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PREFACE  TO  THE  SECOND  EDITION. 

The  present  edition  is  printed  on  a  specially  made,  heavy,  supercalendered  paper, 
as  being  better  suited  to  the  reproduction  of  the  half-tone  illustrations.  The 
changes  in  the  book  consist  chiefly  in  additions  and  corrections.  A  new  cut  of 
the  Richards'  vortex  classifier  has  been  added,  and  the  Kinkead  Mill  has  new  cuts 
and  a  revised  description.  The  description  of  the  Boss  system  has  also  undergone 
revision. 

The  complete  revision  of  a  book  in  which  the  parts  are  so  intermeshed  and 
correlated  is  a  work  of  great  difficulty;  for  not  only  must  new  mills  be  inserted  in 
their  proper  place,  but  their  introduction  requires  the  rewriting  of  all  the  chapters 
on  machines  and  the  resetting  of  the  tables  of  data. 

The  principles  remain  the  same;  only  the  details  are  changed.  Therefore  the 
author  believes  the  most  satisfactory  way  to  keep  such  a  book  up  to  date  is  by 
the  addition  of  appendices  every  few  years,  bringing  the  machines,  the  mills  and 
the  theory  into  harmony  with  the  advance  of  knowledge. 

For  the  first  appendix  the  author  has  been  collecting  data  the  past  two  years, 
and  hopes  to  have  it  ready  in  the  near  future. 

These  appendices  will  be  issued  as  separate  pamphlets,  and  can  be  purchased 
bv  those  who  have  the  earlier  editions. 

R.  H.  R. 

Oct.  4,  1905. 


PREFACE. 

In  the  use  and  design  of  machinery  in  all  lines,  America  has,  in  the  last  few 
years,  taken  a  leading  place  among  the  nations ;  that  used  in  ore  dressing  is  no 
exception  to  this  rule.  The  existing  authorities  on  this  subject  treat  chiefly 
of  European  practice,  and  since  the  time  of  their  publication,  new  researches 
haye  been  made,  revising  and  throwing  light  upon  the  laws  governing  separation. 
On  all  these  accounts,  therefore,  the  present  seems  an  opportune  time  for  the 
appearance  of  a  work  on  ore  dressing. 

The  aim  of  the  author  has  been  to  present  to  the  reader  the  modem  American 
practice,  referring  for  comparison  to  the  European ;  and  to  so  expound  the  princi- 
ples of  the  art,  as  at  present  understood,  as  to  make  advances  easy  in  the  future. 
In  making  the  book  he  has  had  in  mind  the  student,  the  teacher,  the  expert,  the 
mill  man  and  the  manufacturer. 

The  ground  covered  by  the  book  includes  the  mechanical  preparation  of  useful 
minerals  other  than  coal.  The  cleaning  of  coal  calls  for  a  distinct  and  specialized 
treatment  requiring  on  the  part  of  the  author  added  travel,  experiment,  study  and 
correspondence,  so  much  so  that,  although  the  imderlying  principles  of  treating 
coal  are  largely  the  same  as  those  of  other  minerals,  the  added  time  required 
would  have  postponed  the  appearance  of  the  book  much  beyond  the  date  which 
to  both  author  and  publisher  already  seems  extremely  tardy.  Hydraulicking, 
although  a  branch  of  mineral  dressing,  is  omitted  because  it  is  well  treated  in  the 
work  by  A.  J.  Bowie.  Gold  milling  has  been  less  dwelt  upon  for  two  reasons: 
(1)  the  excellent  works  of  Lock,  Louis,  Eickard  and  Rose,  taken  together,  have 
placed  in  the  hands  of  the  reader  a  yery  complete  treatment  of  the  subject;  (2) 
an  exhaustive  treatment  of  amalgamation  appears  to  belong  more  to  metallurgy 
than  to  ore  dressing. 

The  diyiding  line  between  metallurgy  and  ore  dressing  is  that  between  chem- 
ical and  mechanical  treatment,  the  smelter  dealing  with  chemical  reactions  and 
the  mill  man  only  with  physical  phenomena.  There  are  seyeral  reasons,  how- 
eyer,  why  it  is  diflScult  to  exclude  amalgamation  from  a  book  on  ore  dressing, 
although  the  formation  of  the  amalgam- alloys  may  be  claimed  by  the  metallurgist. 
First,  the  amalgamated  plate  and  the  treatment  of  amalgam  are  the  only  sub- 
jects in  the  gold  mill  whose  place  in  a  book  on  ore  dressing  can  be  doubted,  but 
it  would  not  be  wise  to  describe  all  the  other  parts  of  the  gold  mill  and  refer  the 
reader  to  metallurgy  for  the  plate  amalgamation ;  second,  the  amalgamating  pan 
is  the  only  doubtful  object  in  a  "combination"  silver  mill.  The  argument  for 
putting  it  in  is  the  same  as  that  in  regard  to  the  amalgamated  plate  above  men- 
tioned. The  Washoe  process  is  but  briefly  referred  to  because  it  is  generally 
classed  as  a  metallurgical  process. 

The  sources  from  which  the  information  has  been  deriyed  are :  personal  visits 
to  the  mills,  correspondence  with  the  mill  men  and  the  manufacturers  of  mill 
machinery,  the  laboratory  and  the  literature.  The  author  wishes  especially 
to  express  his  gratitude  to  mill  owners  and  managers  and  to  the  manufacturers 
of  machinery  for  the  warm  interest  they  have  taken  in  making  contributions  to 
^he  book.  He  would  haye  made  but  a  sorry  showing  without  their  help.  The 
laboratory  has  been  freely  used  for  testing  and  revising  the  laws  of  separation, 
and,  thereby,  two  settling  ratios  are  believed  to  have  been  established,  namely 
the  free  settling  and  the  hindered  settling  ratios;  a  third,  the  agitation  ratio, 
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has  also  oeen  investigated  to  some  extent;  the  laws  of  jigging  have  been  revised; 
the  behavior  of  slimes  in  spitzJcdsien  and  on  the  slime  table  have  been  studied. 
The  literature  from  1870  to  date  has  been  syst.ematically  reviewed. 

The  arrangement  of  the  book  is  based  on  the  natural  division  of  the  subject 
into:  (a)  severing  or  breaking  the  ores;  (6)  separating  the  valuable  minerals 
from  the  waste.  Each  of  these  great  groups  also  subdivides  itself  into  prelim- 
inary^  finals  and  auxiliary  treatment.  For  example^  where  Blake  breaker  and 
rolls  are  used,  the  former  is  the  preliminary  crusher  and  the  latter  the  final ;  and 
where  trommels  and  jigs  are  used,  the  former  are  the  preliminary  and  the  latter 
the  final  separators.  The  term,  auxiliary,  is  added  for  the  machines  used  to 
recrush  and  concentrate  middlings.  Since  hand  picking  yields  smelting  ore  for 
shipment,  this  scheme  places  it  among  the  final  separators — a  later  point  than  is 
usual  with  other  authors. 

The  student  can  intelligently  study  the  theory  of  machines  only  after  their 
construction  and  operation  are  understood.  Therefore,  wherever  possible,  the 
discussion  of  theory  is  given  later  than  the  description. 

Criticism  may  be  made  upon  the  machines  described  in  the  chapter  on  fine 
grinders  because  so  many  of  them  are  not  used  in  ore  dressing.  The  answer  tlie 
author  would  give  is  that  it  is  impossible  to  say  at  what  moment  any  one  of 
these  machines  may  be  needed  in  ore  dressing,  and  that  there  is  no  book  upon 
grinding  to  which  tiie  reader  can  be  referred. 

The  efiiciency  of  the  various  milling  processes  is  very  imperfectly  indicated, 
for  lack  of  reliable  data  the  publication  of  v/hich  is  authorized. 

A  system  of  numbering  both  mills  and  machines  has  been  adopted  for  the 
convenience  of  the  reader  and  the  saving  of  space.  For  example,  all  jigs  doing 
the  same  work  in  a  mill  are  given  the  same  number.  Where  jig  No.  2  in  Mill  44 
is  mentioned,  this  specifies  to  the  reader  all  the  jigs  in  that  mill  that  are  treat- 
ing the  product  from  the  first  spigot  of  the  hydraulic  classifier,  and  the  reader 
can  always  inform  himself  as  to  the  identity  of  both  the  mill  and  the  jig  by 
reference  to  Chapter  XX.  The  numbers  given  to  machines  are  according  to  a 
uniform  system,  and  vary  in  many  cases  from  those  actually  used  by  the  mills. 
*'Mill  44,  No.  2  jig,  four  of  them,"  means  that  there  are  four  No.  2  jigs  in 
parallel  in  the  portion  of  the  mill  under  consideration.  In  order  that  the  reader 
may  readily  identify  any  mill  referred  to  by  number,  a  table  has  been  placed 
just  preceding  Chapter  I.,  which  gives  the  name  and  location  of  each  mill,  together 
with  the  kind  of  ore  treated  and  the  capacity. 

All  dimensions  of  tanks,  tubes,  boxes  or  other  hollow  vessels  are  invariably  in- 
side measures  unless  otherwise  stated.  All  slopes  are  measured  from  the  horizon- 
tal. A  ton  everywhere  indicates  the  short  ton — 2,000  pounds.  AH  meshes  of 
sieves  are  meshes  to  the  linear  inch.  The  dimensions  of  machines  are  generally 
given  in  feet  and  inches  because  these  are  best  understood  by  American  mill  men. 
The  metric  system  has  been  adopted  for  the  holes  in  screens  because  it  is  well 
adapted  to  them,  and  mill  men  are  already  more  or  less  familiar  with  the  use  of 
millimeters  for  this  purpose.  The  metric  units  have  been  used  in  the  discussion 
of  hydraulic  classifiers  because  of  the  great  ease  and  speed  with  which  linear 
measures  can  be  transformed  into  volumes  and  weights,  a  facility  most  needed 
in  this  line  of  investigation.  Data  for  computing  from  one  system  to  the  other, 
together  with  other  useful  information,  are  given  in  the  appendix. 

The  name  breaker  has  been  adopted  rather  than  crusher  for  the  coarse  crush- 
ers— for  example,  the  Blake  and  Gates  breakers — because  the  word  crusher  has 
a  moro  generic  meaning,  and  it  may  also  be  used  for  the  fine  crushing  machines. 
The  word  classifier  has  been  adopted  for  all  the  apparatus  that  separate  grains 
in  hydraulic  currents  without  recourse  to  other  mechanism,  although  there  is 


PHBFACB.  vii 

an  inheTent  difficulty  in  the  use  of  this  word.  Bitidnger^  the  great  leader  and 
expounder  of  ore  dressings  adopted  "cUusvren"  to  signify  sizing  by  sieves,  and 
"sortiren**  to  signify  separation  by  hydraulic  current,  but  in  America  we  have 
adopted  the  unfortunate  combination  of  '^sortii:^'  to  define  the  work  of  the 
''classifier^' ;  that  is  to  say,  our  name  of  the  operation  agrees  with  Bittinger  while 
our  name  of  the  apparatus  conflicts.  The  word  classifier  has  been  accepted  in 
this  work  because  it  is  universally  adopted  in  the  mills  of  the  United  States 
with  few  exceptions,  namely  in  those  of  the  Lake  Superior  copper  district,  where 
the  word  ''separator"'  is  used.  The  adoption  of  Anglicised  foreign  words  has 
beto  avoided  in  nearly  all  cases,  but  three  exceptions  are  made :  the  words  trom- 
mel, spitzkasten  and  spitzlutte  have  become  so  universally  used  in  the  United 
States,  particularly  in  the  West  (and  they  are  found  in  French  as  well  as  in 
English  books),  that  they  are  used  in  this  work. 

Bibliography  relating  to  the  subject  of  each  chapter  is  given  at  the  end  of  the 
chapter,  the  references  being  numbered  consecutively.  Wherever  in  the  text  it 
is  desired  to  refer  to  the  bibliography,  a  small  elevated  number  is  inserted,  which 
corresponds  to  the  proper  number  in  the  bibliography.  The  names  of  text-books 
and  periodicals  from  which  quotations  are  made,  are  given  in  alphabetical 
order  at  the  beginning  of  the  book,  together  with  the  abbreviations  adopted. 

The  preparation  of  such  a  book  as  this  is  a  very  different  problem  from  that 
of' one  on  smelting.  In  the  latter  case  the  description  of  any  one  first  class 
smelter  would  give  lines  approximately  of  all,  from  which  others  would  differ 
somewhat  according  to  the  price  and  acidity  of  ores  and  the  opinions  of  the  man- 
agers. In  the  case  of  ore  dressing,  two  mills  of  totally  different  construction 
may  be  treating  the  same  minerals  in  different  localities,  but  if  either  mill  was 
substituted  for  the  other  it  might  make  a  complete  failure.  This  is  owing  to 
the  different  modes  of  occurrence  of  the  minerals,  which  require  the  mill  to  be 
especially  adapted  to  the  characters  of  the  minerals  in  each  case.  For  example, 
the  mill  used  to  separate  galena,  blende  and  gangue  in  Leadville,  Colorado, 
would  fail  in  Joplin,  Missouri,  and  that  in  Joplin  would  fail  in  Leadville,  while 
each  is  well  suited  to  its  own  district. 

Although  eight  years  have  elapsed  since  the  author  made  his  systematic  visit 
to  the  mills,  he  has,  as  far  as  possible,  kept  in  touch  with  practice  by  means  of 
frequent  correspondence.  He  has  preferred  to  spend  more  time,  and  so  make  the 
book  satisfactory,  both  to  himself  and  to  the  reader,  rather  than  to  hurry  matters 
and  produce  only  an  indifferent  book.  He  has  made  every  effort  to  have  all  data 
reliable,  but  knows  that  errors  are  likely  to  occur  in  collecting  from  so  many 
sources ;  that  in  many  of  the  mills  there  has  been  more  or  less  change  which  he 
has  not  noted;  that  some  mills  have  been  destroyed  and  rebuilt;  others  have  been 
superseded  by  the  building  of  a  new  mill.  Nevertheless,  he  believes  that  the 
conclusions  drawn  are  reliable. 

The  appearance  of  the  Wilfley  table,  while  a  most  fortunate  event  for  the 
cause  of  ore  dressing,  has  been  most  unfortunate  for  the  preparation  of  this 
book.  It  could  not  have  happened  at  a  more  inopportune  moment,  for  in  the 
summer  of  1895  the  author  visited  nearly  100  mills,  obtaining  careful  data  from 
them ;  on  returning  home  the  data  were  written  out  in  systematic  form,  mailed 
to  the  mill  managers  for  their  criticism  and  correction,  and,  when  it  had  all  been 
returned  and  placed  on  file  for  the  preparation  of  the  book,  the  first  Wilfley  table 
appeared.  From  that  day  to  this  it  has  been  finding  its  way  into  the  mills  of 
almost  all  descriptions.  Where  it  has  been  possible  the  author  has  put  in  the 
mill  changes  and  has  so  indicated  in  the  text.  The  appearance  of  the  Wilfley 
table  is  an  event  of  such  importance  that  the  book  should  either  have  been  put  on 
the  market  in  1896,  before  the  first  Wilfley  table  appeared,  or  have  waited 
until  1905,  when  the  adaptation  of  the  mills  to  the  newcomer  would  be  complete. 
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The  art  of  ore  dressing  is  constantly  developing,  and  there  are  many  questions 
that  reqiiire  investigation.  In  order  that  future  publication  may  present  the 
best  information,  the  author  will  be  glad  to  receive  criticisms  of  the  present 
volume  and  suggestions  for  future  publication.  For  example,  mill  data  along 
almost  any  line  will  be  welcomed,  but  particularly  in  the  direction  of  efficiency  of 
crushing  and  of  concentration;  adjustments  to  meet  special  conditions;  the 
elemente  of  wear,  life  and  attendance,  which  contribute  so  largely  to  estimates 
of  cost. 

The  author  wishes  again  to  refer  to  the  help  he  has  received.  He  is  indebted 
to  the  owners  and  managers  of  the  more  than  ninety  mills  which  are  referred 
to  in  the  text,  first,  for  the  permission  to  examine  and  take  notes  upon  their  mills, 
andiater.lQii  the  careful  revision  of  his  mill  notes  by  them ;  he  is  also  indebted 
to  the  manufacturers  of  mining  machinery  of  the  United  States  who  have  fur- 
nished him  with  the  latest  practical  information  upon  milling  machinery.  They 
are  not  mentioned  here  on  account  of  their  number,  but  their  names  appear  in 
the  text.  Finally,  he. desires  to  thank  many  members  of  the  mining  profession 
for  help  which  has  been  freely  and  cordially  given.  The  number  is  too  great  for 
individual  mention,  but  he  is  especially  indebted  to  the  following,  who  have  lent 
their  aid,  either  by  critical  examination  of  the  manuscript  or  in  making  investi- 
gations upon  the  principles  of  ore  dressing : 

A.  Agassiz,  of  the  Calumet  &  Hecla  Mining  Company ;  Ms.  of  Steam  Stamps. 
Earle  C.  Bacon,  of  the  Farrel  Foimdry  &  Machine  Company;  Ms.  of  Breakers. 
M.  P.  Boss ;  Ms.  of  Amalgamating  Pans.  F.  W.  Bradley,  of  the  Bunker  Hill  & 
Sullivan  Mining  Company;  samples  of  sized  and  sorted  mill  products.  H.  E. 
Cliflford,  of  the  Massachusetts  Institute  of  Technology;  Ms.  of  Principles  of 
Screen  Sizing.  Louis  Derr,  of  the  Massachusetts  Institute  of  Technology;  Ms. 
of  Magnetic  Separation.  W.  G.  Dodd,  of  the  Union  Iron  Works ;  Ms.  of  Amal- 
gamating Pans.  R.  M.  Edwards,  of  the  Tamarack  Mining  Company;  Ms.  of 
Steam  Stomps.  P.  W.  Gates,  of  the  Gates  Iron  Works;  Ms.  of  Breakers,  Rolls 
and  Tremain  Stamp.  C.  W.  Goodale,  of  the  Boston  &  Montena  Mining  Company ; 
samples  of  sized  and  sorted  mill  products.  S.  I.  Hallett,  of  the  Smuggler  Mining 
Company ;  Ms.  on  Rolls ;  making  of  jig  tests ;  samples  of  sized  and  sorted  mill 
products.  J.  E.  Hardman;  Ms.  of  Gravity  Stamps  and  Amalgamation.  H.  C. 
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Mill 
No. 

Name. 

Location. 

Economic  Minerals. 

Gangue. 

1 

Capacity 

Hours.  Tons, 

X.  Genesee-Vanderbilt 
Mining  Company. 

Guston. 
Colorado. 

Gold  and  silver  bearing  py-{  Quartz,  porphy 
rite,   galena,   blende  and   a  ry,    bante    and 
little  polybasite.                        clay. 

a«Granby  Hand  Jig. 

Granby, 
Missouri. 

Blende,  calamine  and  galena 
in  coarse  crystallization. 

Quartz,  flint, 
calcite  and  dol 
omite. 

8(a) 

3.  Hell  upon  Earth. 

Toplin. 
Missouri. 

Blende  and  galena  in  coarse  Limestone 
crystallization.                          an  1  flmt. 

so  (6) 

1  Limonite  Washer. 

Trexler  Town, 
Pennsylvania. 

Limonite 

5.  Limonite  Washer. 

Lonsdale. 
Virginia. 

Limonite,    of   concretionary 
structure. 

Clav  and  shale   800 
with    sandstone 
and  pebbles. 

6.  Peace  River 

Phosphate  Company 

Hull. 
Florida. 

Phosphate. 

Sand. 

J  phate  Company. 

Pebble. 
Florida. 

Phosphate. 

Hard  blue  clay. 

8.'  Dunnellon  Phosphate 
[Company. 

Dunellon. 
Florida 

Phosphate. 

Sand,  clay.  etc. 

400  (c) 

9.  Henry  Faust. 

Galena.  Kansas. 

(d) 

id) 

60-100  (c) 

10.  I  Know  Mining 
'  Company. 

Joplin. 
Missouri. 

Blende  and  galena. 

Flint  and 
limestone. 

loo-iao  (c) 

xi.'Alma  Emmons 
1  Sludge  MilL 

Galena. 
Kansas. 

Unfinished  blende  ore. 

Flint     and 
limestone. 

6o() 

X2-  Friedensville 
1  Zinc  Company. 

Friedensville. 
Pennsylvania. 

Blende. 

Limestone, 
quartz. 

I20-1JS  (.; 

13.  Eustis  Mining 
'  Company. 

Eustis.  P.  Q.. 
Canada. 

Pyrite,  chalcopyrite,  arseno- 
pyrite.  enargite. 

Quartz  and 
mica  schist. 

(e) 

14.  Nichols  Chemical 
•  {Company. 

Capelton,  P.  Q., 
Canada. 

Pyrite.     chalcopyntr.      and 
arsenopyrite. 

Quartz  and 
mioa  schist. 

Variable. 

IS. 

Kohinoor  Mill.  Empire 
Zinc  Company. 

&in. 

Blende. 

Flint. 

34  (c) 

16. 
and 
17. 

Granby  Mining;  and 
Smelting  Company. 

Granby, 
Missouri. 

Blende,  calamine,  smithson- 
ite.  galena,  cemisite,  pyro- 
morphite    and  other  oxida- 
tion products. 

Flint  and 
nuartz;  some 
dolomite    and 
calcite. 

60  (O 

x8.;  Minnie  and  A.  Y. 

|Mill. 

Leadville. 
Colorado. 

pyrite.  blende. 

Quartz. 

OS 

.9. 

Moyer  Mm. 

Leadville. 
Colorado 

Argentiferous  galena, 
pyrite.  blende. 

Quartz. 

200 

ao. 

Old  Jordan  and 
Galena  Mining 
Company. 

Bingham, 

(  Classl. :  pyrite.                   / 
-]  Class  II.:  pyrite.  galena.  > 
(  and  blende.                         ) 

Quartz,  and 
decomposed 
porphyry. 

17s 

21.  SUverAgeMill. 

Idaho  Springs, 
Colorado. 

Pyrite.  galena,  gray  copper,  Quartz  and 
chalcopyrite     and      blende  J  feldspar, 
carrying  gold  and  silver. 

40-So 

aaJ  Central  Lead 
Company. 

Flat  River.  St. 
Francois  County, 
Missouri. 

Galena,  a  little  pyrite.               Limestone. 

175 
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per  34 

Hours.  Tons. 

aj. 

Plat  River  Lead 
Company. 

Flat  River, 

Galena,  a  little  pyrite. 

Dolomite. 

xoo 

a4 

MinelaMotte. 

Mine  la  Motte, 
Missouri. 

Galena,  a  little  pyrite. 

Limestone  with 
silica. 

100(f) 

as 

St.  Joseph  Lead 
Company. 

Bonne  Terre, 
Missouri. 

Galena,  a  little  pyrite. 

Dolomite. 

900 

36 

Bullion  Beck  and 
Champion  Mining 
Company. 

Eureka,  Utah. 

aeurite,  silver   (as  sulphide 
chloride,  arsenite  and  arse- 
niate),    gold,    arsenite    and 
arseniate  of  copper. 

Quarts, 
limestone. 

300 

a7 

Revenue  Tunnel 
Mines  Company. 

Mt.  Snef&es. 

Ouray, 

Colorado. 

Argentiferous  galena,  tetra- 
hedrite,      pyrit^       blende, 
chalcop3rrite. 

Quartz  and 
porphyry. 

1 30 

a8 

Smuggler  Mining 

Aspen,  Colorado. 

Native  silver,  argentiferoti& 
galena,  pjrrite,  argentiferous 
barite.  blende    and    smith- 
sonite. 

Blue  limestone 
and  quartz. 

ioo{c) 

ap. 

UteandUlayMUl. 

Lake  City. 
Colorado. 

Pyrite,  blende,  chalcopyrite, 
tetrahedrite,    and    aigentif- 
erotis  galena. 

Quartz. 

3SO 

30 

Bunktf  Hill  and  Sulli- 
van Mining  and  Con- 

Kellogg,  Idaho. 

Argentiferous  galena,  pyrite. 

Quartzite  and 
aderite. 

530 

31. 

Gem  Mill  of  the  Mil- 
waukee Mining  Compa- 
ny. 

Gem,  Idaho. 

Argentiferous  galena  and 
blende. 

Quarts. 

300 

3a. 

Helena  and  Frisco 
Mining  Company. 

Gem,  Idaho. 

r  I.  Cerrusite  and  pyromor- 

phite. 
-{ II.  Argentiferous  galena, 

pvrite.  chalcopyrite  and 

I.  Quartz  and^ 
iron  oxide.        1 

II.  Quartz. 

600 

33. 

Last  Chance  Mill. 

Wardner,  Idaho. 

Argentiferous  galena. 

Quartz. 

75 

34. 

Company. 

Mullan.  Idaho. 

Argentiferous  galena,  pyrite 
apd  blende. 

Siderite  with 
some  quartz. 

300 

35. 

Union  Mill  of  the 
Standard  Mining 
Company. 

WaUace.  Idaho. 

Argentiferous  galena,  pyrite 
and  blende. 

Slate  and 
quartz. 

350-300 

36. 

Stem  Winder  Mill. 

KelJogg,  Idaho. 

Argentiferous  galena. 

Quartz. 

75 

37. 

Buffalo  Hump  Mining 
Company.    Tiger    and 
Poorman  Branch. 

Burke,  Idaho. 

Argentiferous     galena    and 
blende. 

Quartz. 

SSO 

38. 

Boston  and  Montana 
Consolidated  Copper 
and  Silver  Mining 
Company. 

Great  Falls, 
Montana. 

Chalcopvrite.  pyrite,     cnar- 
gite,  and  bomite. 

Quartz  and 

decomposed 

feldspar. 

U) 

39- 

Butte  and  Boston 
Mining  Company. 

Butte,  Montana. 

Bomite.  chalcopyrite,  enar- 
gite,    pyrite,     blende    with 
some  stiver  minerals. 

Quartz  and 

decompose 

feldspar. 

Soo 

40. 

Colorado  Smelting  and 
Mining  Company. 

Butte,  Montana. 

Pyrite,  blende,  bomite,  enar- 
gite,  chalcopyrite,  chalcocite, 
tctnthedrite  and  tennantite. 

Quartz,  decom- 
posed granite, 
and  barite. 

(*) 

41- 

Parrot  Silver  and  Cop- 
per Mining  Company . 

Butte.  Montana. 

Chalcocite,   bomite.   chalco- 
pvrite. enargite  and  blende. 

Quartz  and  de 
composed    feld- 
spar. 

300-350 

4a. 

Mining  Company. 

Carroll, 
Montana. 

Chalcocite,  chalcopyrite, 
pyrite,  enargite,  blende. 

Quartz  and  de- 
composed feld- 
ppar. 

3500-3700 

KBT  TO  MILL  NUMBERa. 
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Name. 

Locatioo. 

Bcononuc  Minerali* 

Oaague. 

Capadty 
Hours.  Tons. 

43 

Butte  Reduction 
Workn. 

Montana 

Chalcocite.  bomite.  chaloopy- 
rite,  pyrite,  blende. 

Ouaruand 
decomposed 
fekispar. 

150 

44- 

Csduinct  and  Hecla 

Calumet, 
Michigan. 

Native  copper, 
native  niver. 

RhyoliU  con- 
glomerate 
with  caldte. 
epidoteand 
martite. 

a640  (.) 

45. 

Franklin  Biinins 
Company. 

Hancock. 
Michigan. 

Native  copper, 
native  silver. 

Soft 
amygdaloid 

450 

46. 

Osceola  Consolidated 
Mining  Company. 

Houghton 

County, 

Michigan. 

Native  copper. 

Amygdaloid, 
prehnite. 

is6o 

47. 

Hancock, 
Michigan. 

Native  copper. 

Amygdaloid. 

1700 — 1900 

48. 

Tamarack  Mining 
Company. 

Houghton  County. 
Michigan. 

Same  as  Mill  44. 

Same  as 
Mill  44. 

1500 

49. 

New  Smuggler 
Concentrator. 

tedo. 

SameasMUlaS. 

Same  as 
MiU  >8. 

ra5 

Sc 

ABartiettMill. 

Arisona. 

Galena,  chalcopyrite.  blende. 

Hornblende 
and  quarts. 

ao(*) 

51. 

(0 

Yreka. 
California. 

Native  gold. 

GraveL 

(w) 

s«. 

KiaOra  Gold  Dredging 
ComjMiny. 

Oroville, 
California. 

Native  gold. 

GraveL 

(«) 

S3. 

Hector  Mining 
Company. 

Telluride. 
Colorado. 

Pyrite,   chalcopyrite.   tetrahe- 
nte,  galena  and  free  gold. 

White  and 
bla^  quarts. 

90 

54. 

Homsilver  Mining 

Frisco.  Utah. 

Native  silver,  argentite,  oeraig- 

Quartz,  cal- 
otte and 
siderite. 

100 

55- 

Pandora  Mill  of 
Smuggler-Union 
Mining  Company. 

TeUuride. 
Colorado. 

Pynte,    chalcopyrite.    galena, 
sphalerite,  several  arsenical  sil- 
ver minerals,  occasionally  na- 
tive gold  and  silver. 

Quartz,    rho- 
docroeite,  cal- 
dte   and 
barite. 

130  {ft) 

56. 

Franklin  Mining 
Company. 

Placerxille. 
California. 

Native  gold. 

Conglomer- 
ate, with 
black  sand. 

60 

57. 

North  Star  Mining 

Grass  Valley. 

California. 

Free  gold,  auriferous  pyrites. 

Quarts. 

64 

58. 

Maryland  Miginj 
Company. 

Grass  Valley. 

CaUfomia. 

Free  gold,  auriferous  pyrites. 

Quarts  and 

slate. 

80 

59- 

Empire  MilL 

Grass  Valley. 
California. 

Native  gold,  auriferous  pyrites. 

Quarts  and 

60 

6o. 

W.Y.O.D.  Mill 

Grass  Valley. 
California. 

Native  gold,  auriferous  pyrites. 

Quartz  and 
slate. 

34 

6i. 

Taylor  Mine  of  Idle- 
wild  Gold  Mining 
Company. 

Greenwood, 
California. 

Native  gold,  auriferous  pyrites. 

Quarts  and 
slate. 

Ii5~za8 

69. 

Grand  Victory 
Mining  Company. 

PlacerviUe. 
California. 

Native  gold,  auriferous  pyrites. 

Quarts  and 
trap-like 

100-150 

63. 

Bay  State  Mining 
Company. 

Cosumnes  River, 
California. 

Native  gold  and  auriferous 
pyrite. 

Quarts  in 

slate. 

so 

64. 

WUdmanGold 
Mining  Company. 

Sutter  Creek, 
California. 

Native  gold  and  auriferous 
pyrite. 

Quartz,  or 

quartz  in 
slate. 

93  (P) 
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Mill 

No. 

Name. 

Location. 

Economic  Minerals. 

Gangue. 

Capacity 

per  24 

Hours.  Tons. 

6s 

Madison  MiU  of  the 
Utica  Company. 

Angel's  Camp, 
Calaveras  County, 
California. 

Native  gold  and  auriferous 
pyrite. 

Soft  slate 
with  quartz. 

135  (9) 

66. 

Homestake  Mining 
Company. 

Lead  City, 
South  Dakoto. 

Native  gold  and  aimferous 
pyrite  and  arsenopyrite. 

Quartz  in 
mica  schist. 

400 

67. 

West  Waverly  Gold 
Mining  Company, 
Limited. 

Waverly. 
Nova  Scotia. 

Native  gold  and  arsenopyrite. 
galena,  pyrite.  chalcopynte, 
sphalerite. 

Quartz. 

50-65 

68. 

Montana  Mining 
Company.  Limited. 

Marys  ville, 
Montana. 

Native  gold,  tetrahedrite.  py- 
rite, chalcopyrite,  blende,  gale- 
na, arsenical  polybasite,  argen- 
tite. 

Quartz, 

slate, 

granite, 

calcite, 

manganese 

oxide. 

IDS 

69. 

American  Developing 
and  Mining  Company. 

Gibbonsville, 
Idaho. 

Auriferous  pyrites,  argentifer- 
ous chalcopyrite. 

Slate,  quartz, 

calcite, 

hematite. 

97-11  a 

70. 

Newton  Gold  Mill. 

Idaho  Springs. 
Colorado. 

Auriferous  pyrites  and  native 
gold. 

Quartz 

71. 

Kennedy  Mining  and 

Jackson,  Amador 
County.  Cali- 
fornia. 

Native  gold  and  auriferous 
pyrites. 

Quartz  and 
slate. 

96  (r) 

72. 

Keystone  Consolidated 
Mining  Company. 

Amador  City, 
California. 

Native  gold  and  auriferous 
pyrite. 

Quartz  in 
slate,  or 

quartz. 

lao 

73- 

Utica  Mill  of  the 
Utica  Company. 

Angel's  Camp, 
Calaveras  County. 
California. 

Native  gold  and  auriferous 
pyrites. 

Quartz  in 

slate 

a  10  {s) 

74. 

Stickles  Mill  of  the 
Utica  Company. 

Angel's  Camp, 
Calaveras  County, 
California. 

(0 

(0 

210 

75. 

Zeile  Mining  Company. 

Jackson,  Amador 

County, 

California. 

Native  gold  and  auriferous 
pyrites. 

Quartz,  with 
:ilate  and  tal- 
cose  slate. 

ISO 

76. 

Gentle  Annie  Mill. 

Placerville. 
California. 

Native  gold  and  auriferous 
pyrites. 

Quartz  in 
slate. 

iS-25 

77. 

Hidden  Treasure  Mill. 

Black  Hawk. 
Gilpin  County, 
Colorado. 

Gold  and  silver-bearing  miner- 
als      (pyrite,       chalcopyrite. 
blende,  tetrahedrite,  arsenopy- 
rite. galena.) 

Quartz  and 
feldspathic 
material,  cal- 
cite. siderite. 

85 

78. 

Gates  Canvas  Plant  of 
Kenned  y  Mining  and 
^Milling  Company. 

Jackson, 
Amador  County, 
California. 

(») 

(«) 

100 

-y- 

Keystone  Consolidated 
Mining  Company. 

Amador  City, 
California, 

(f) 

(f) 

X19 

80. 

Utica-Stickles 
Canvas  Plant. 

Angel's  Camp. 
Calaveras  County, 
California. 

M 

(w) 

4x0 

81. 

Stephen  Lavagnino's 
Arrastras. 

Angel's  Camp, 
California. 

(*) 

ix) 

18-ao 

8a. 

Montana  Mining 
Company,  Limited. 

Marysville, 

Montana. 

Like  Mill  68. 

Like  Mill  68. 

IZO 

83. 

Eureka  Hill 
Mining  Company. 

Eureka,  Tintic 
District.  Utah. 

Native  silver,  cerargyriie,  gale- 
na, cerrusitc.  anglesite,   mala- 
chite, azurite,  chrysocolla.  ar- 
senite  and  arseniate  of  copper. 

Quartz,      cal- 
cite.    siderite 
and  rhodo- 
crosite. 

zao 

84. 

Mammoth  Mining 
Company. 

Mammoth.  Tintic 
District,  Utah. 

Native  silver,   cerargyrite.   ar- 
fjentiferous   barite,    malachite, 
arsenite  and  arseniate  of  cop- 
per. 

Quartz  and 

calcite. 

zoo 

85. 

Newton  Jigging  Mill. 

Idaho  Springs, 
Colorado. 

Like  Mill  70. 

LikeM.1170.   1 
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Mill 
No. 

Name. 

Location. 

Economic  Minerals. 

Gftogue. 

Capacity 
Hours.  Tons. 

86. 

Rocky  Mountain  Mill. 

Biack  Hawk.  Gil- 
pin County, 
Colorado. 

Gold  and  silver  bearing  pyrite, 
chalcopyrite,  blende,  anci 
galena. 

Quartz  and 

disintc^grated 

granite. 

75 

87. 

North    Star  on  Sultan 
Mill.  Silverton  Mining 
Company. 

Silverton, 
Colorado. 

Native  gold,  pyrite,  chalcopy- 
rite. galena,  tetrahedrite.  bor- 
nite.  stibnite. 

Quartz,  cal- 
cite. rhodo- 
chrosite  and 
barite. 

I  as 

88. 

Victoria  MiU. 

Silverton. 
Colorado. 

Galena,     chalcopyrite,     pyrite 
and  tetrahedrite. 

Quartz  and 
"porphyry" 
(quartz 
andesite). 

75 

89. 

Hartzell  Concentrating 
Company. 

Alburtis, 
Pennsylvania. 

Magnetite. 

Siliceous 
with  no 
phosphorus 
or  sulphur. 

125(0 

90. 

New  Jersey  Iron 
Mining  Company. 

Port  Oram, 
New  Jersey. 

Magnetite. 

Quartz  with 
some  apatite. 

91. 

Edison  Magnetic  Con- 
centrating Plant,  New 
Jersey     and     Pennsyl- 
vania Concentrating 
Company. 

Edison. 
New  Jersey. 

Magnetite. 

Feldspar 
with  a  little 
quartz  and 
apatite. 

4000  (y) 

pa. 

Wethcrill  Magnetic 
Concentrating  Plant, 
Sterling  Iron  and  Zinc 
Company. 

Franklin  Furnace, 
New  Jersey. 

Franklinite,  willemitc,  fowler- 
ite,  zincite,  tephroite. 

Quartz. 

calcite, 

garnet, 

mica. 

graphite. 

aoo  («) 

95 

Wythe  Lead  and  Zinc 

Atistinville, 
Virginia. 

Limonite,  smithsonite,  wille- 
mite,  cerrusite. 

Dolomite 
and  quartz. 

80(f) 

94.'  Lcadville  Gold  and          Leadville, 
Silver  Extraction            Colorado. 
Company.                        1 

Native  gold  and  cerrusite.          \  Gray  por- 

75 

(o)  Probably  in  10  hours.  (6)  In  9  hours,  {c)  In  10  houn.  (rf)  Similar  to,  but  richer  than  in  Mill  10. 
{§)  Rock  house,  60  tons  in  10  hours;  mill,  50  tons  in  10  hours,  if)  In  a  a  houn.  ig)  (Opacity  of  each  roll 
section.  300  tons  in  a4  hours;  of  steam  stamp  section.  250  tons  in  a^  hours.  (A)  375  to  300  tons  per  24  hoiirs 
for  the  section  treating  ore  from  the  company  mine,  and  i  a  s  to  1 50  for  the  section  treating  custom  ores.  (0  For 
each  of  the  two  mills.  (*)  In  11  hours.  (/)  A  gold  dredging  plant,  (m)  Theoretical,  3,000  cubic  yards  in 
24  hours;  actual  1,600  or  less.  {tt\  Theoretical,  a. 500  cubic  yards  per  24  hours ;  average,  less  than  half  this 
amount,  (o)  Since  increased  to  200.  {f)  Since  enlarged  to  145  tons.  (<?)  Since  changed  to  about  aoo  tons, 
(f)  Since  enlarged  to  about  135  tons,  (s)  Since  changed  to  300  tons,  (t)  Similar  to  Mill  73.  (m)  The  mill 
treats  the  tailings  of  Mill  71.  (r)  The  mill  treats  the  tailings  of  Mill  7a.  (w)  The  mill  treats  the  tailings  of 
Mills  73  and  74.  ix)  Material  is  tailings  from  Mill  80.  iy)  In  ao  hours,  iz)  A  second  mill  erected  by  this 
company  has  a  capacity  of  1,400  tons  in  ao  hours. 


CHAPTER  I. 

GENERAL  PRINCIPLES. 

§  1.  The  preparation  of  ores  for  the  smelter  by  mechanical  means,  whereby 
the  valuable  minerals  are  concentrated  into  smaller  bulk  and  weight  by  the  separa- 
tion of  some  of  the  waste,  or  whereby  two  valuable  minerals  are  separated  from 
each  other,  is  called  Ore  Dressing  ( Aufbereitung,  Ger. ;  Pr6paration  Mechanique, 
Ft.).  Several  other  names  are  also  in  common  use  in  the  English  language, 
namely,  ''concentration  of  ores,"  "washing  of  ores,"  and  ''reduction  of  ores.' 
The  latter  phrase  is  not  to  be  commended,  as  it  really  belongs  to  metallurgy, 
and  its  use  in  ore  dressing  produces  a  confusion  of  ideas. 

The  advantages  gained  by  concentrating  the  valuable  minerals  into  a  smaller 
bulk  are :  first,  that  the  cheaper  mechanical  method  of  rejecting  the  waste  material 
is  substituted  for  the  more  expensive  chemical  method  of  the  smelting  furnace ; 
and  secondly,  the  rejected  waste  material  is  not  shipped,  and  this  saves  freight. 
In  the  case  of  non-metalliferous  ores,  such  as  graphite,  emery  and  precious 
stones,  the  mechanical  method  is  the  only  one  available. 

The  advantage  gained  by  separating  two  valuable  minerals  from  each  other 
lies  in  the  fact  that  the  mineral  of  less  prominence  is  advanced  from  being  of  no 
value  or  even  a  positive  detriment,  to  being  a  standard  ore,  salable  to  smelting 
works ;  while  the  mineral  of  more  prominence  has  advanced  in  selling  value  from 
being  a  poorer  grade  of  ore  to  being  a  better  one,  and  commands  a  higher  price  in 
consequence. 

To  illustrate  the  advantage  of  smelting  a  concentrated  ore  over  direct  smelting, 
let  us  assume  an  ore  containing  8%  of  lead ;  cost  of  mining,  $2  per  ton ;  con- 
centrating, $0.60  per  ton;  smelting,  $9  per  ton  for  mine  ore  and  $8  per  ton 
for  concentrates,  (in  some  cases  concentrates  are  smelted  without  charge,  par- 
ticularly where  they  contain  much  iron) ;  freight  charges,  $1.50  per  ton;  100 
tons  of  ore  concentrated  into  10  tons;  loss  of  metal  15%  in  concentrating,  10% 
in  smelting  mine  ore  and  8%  in  smelting  concentrates.  Then  the  account  for 
treatment  by  direct  smelting  will  stand: 

Cr.    Mining  100  tons  ore  at  $2.00  per  ton $200.00 

Freight  on  100  tons  ore  at  $1.50  per  ton 150.00 

Smelting  100  tons  ore  at  $9.00  per  ton 900.00 

$1,250.00 

Dr.   Return  from  14,400  pounds  lead  at  3^  cents  per  pound $504.00 

Balance  of  loss $746.00 


2  ORB  DRE88INQ.  §  2 

The  account  for  treatment  by  concentrating  and  smelting  will  stand: 

Cr.    Mining  100  tons  ore  at  $2.00  per  ton $200.00 

Concentrating  100  tons  ore  at  $0.60  per  ton 60.00 

Freight  on  10  tons  concentrates  at  $1.60  per  ton , 15.00 

Smelting  10  tons  concentrates  at  $8.00  per  ton 80.00 

$355.00 
Dr.    Return  from  12,512  pounds  lead  at  3J  cents  per  pound 437.92 

Balance  of  profit $82.92 

If  there  was  no  freight  to  be  paid  in  either  case,  there  would  still  be  a  loss 
of  $596  on  100  tons  of  ore  by  direct  smelting,  while  the  combined  processes  would 
yield  a  profit  of  $97.92. 

§  2.  Ore  dressing  makes  use  of  the  physical  properties  of  minerals  and  rocks; 
and  the  difference  in  behavior  between  the  valuable  and  waste  minerals  affords 
methods  for  the  separation  of  the  former  from  the  latter.  Physical  properties 
of  interest  in  ore  dressing  are: 

Hardness. 

Tenacity  and  brittleness. 

Structure  and  fracture. 

Aggregation. 

Color  and  luster. 

Specific  gravity  and  settling  power. 

Adhesion. 

Greasiness. 

Magnetism. 

Change  in  condition  by  heat  from  non-magnetic  to  magnetic. 

Change  in  mechanical  condition  by  heat  from  dense  to  porous. 

Decrepitation  by  heat. 

Some  facts  about  these  physical  characters  are  given  in  the  following  pages. 
The  properties  that  have  most  effect  upon  crushing  will  be  taken  up  first. 

Hardness. — Minerals  differ  greatly  in  their  hardness,  ranging  from  the  hard- 
ness of  the  diamond  to  the  softness  of  talc,  their  ability  to  scratch  one  another 
being  considered  the  measure  of  hardness.  The  table  of  hardness  adopted  by 
Dana  in  his  "Mineralogy"  is  as  follows: 

10  Diamond         8  Topaz  6  Feldspar  4  Fluorite  2  Gypsum 

9  Sapphire  7  Quartz  5  Apatite  3  Calcite  1  Talc 

Each  mineral  in  the  list  can  scratch  all  those  below  it.  Hardness  affects  the 
wear  of  crushing  machines — the  harder  the  mineral  the  greater  the  wear.  It 
does  not  necessarily  affect  the  tendency  of  the  mineral  to  produce  fine  slimes  in 
crushing. 

Tenacity  and  Brittleness. — Some  minerals,  such  as  horn  silver,  native 
copper,  mica,  talc  and  gypsum,  are  very  tough,  though  they  may  at  the  same 
time  be  soft,  and  this  makes  them  difficult  to  break.  Some  forms  of  hornblende 
and  feldspar  exhibit  extraordinary  toughness,  although  they  are  not  very  hard ; 
other  minerals  are  brittle  and  break  up  with  comparative  ease,  as,  for  example, 
some  varieties  of  quartz.  A  hard^  brittle  mineral  will  slime  much  more  than 
one  which  is  soft  and  tough. 
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Structure  and  Fracture. — The  structure  of  a  mineral  tends  to  modify  the 
shape  of  the  particles  resulting  from  crushing.  Cleavable  minerals  may  break 
into  cubical  blocks,  as  galena;  into  elongated  fragments,  as  galena,  feldspar, 
ealcite  and  sphalerite ;  into  needle-like  or  thread-like  shapes,  as  asbestos ;  or  into 
flat  scales,  as  galena,  mica,  graphite  and  talc.  Granular  minerals  will  drop 
naturally  into  separate  rounded  grains  when  broken  up,  as  magnetite,  garnet  and 
some  varieties  of  galena.  Minerals  with  massive  structure,  free  from  any  special 
tendency  to  break  in  one  more  than  in  another  direction,  may  have  earthy  frac- 
ture, as  hematite;  or  conchoidal  (oyster  shell-like),  as  pyrite  crystal,  quarts 
crystal  and  obsidian.  The  shapes  of  these  grains  have  an  important  bearing 
upon  their  power  to  settle  in  water  or  in  air. 

Mineral  Aggregation. — The  valuable  minerals  may  occur  in  pure  masses^ 
as  in  the  banded  vein  structure  and  in  pockets  or  vugs.  They  may  also  be  in 
large  crystals  mixed  with  the  waste  minerals.  Both  these  conditions  are  favor* 
able  for  complete  separation.  On  the  other  hand  they  may  occur  much  inter- 
mingled  with  the  waste  minerals:  either  in  granular  structure,  that  is  to  say, 
rounded  grains  or  small,  compact  crystals;  or  of  an  acicular  structure,  in  long 
needle-like  crystals,  the  valuable  and  waste  minerals  penetrating  each  other  in 
all  directions,  to  the  eye  a  hopeless  tangle ;  or,  finally,  of  laminated  structure,  in 
thin  layers  alternately  of  good  and  worthless  mineral.  All  of  the  latter  struc* 
tures  add  difficulty  to  the  problem  of  ore  dressing. 

The  physical  properties  that  have  most  to  do  with  separation  will  be  con- 
sidered next. 

Color  and  Luster. — These  qualities  are  of  the  greatest  value  in  hand  pick- 
ing. Slight  differences  in  color  or  in  luster — for  instance,  the  brass  yellow  of 
chalcopyrite,  the  pale  yellow  of  pyrite,  the  white  of  arsenopyrite,  the  vitreous 
luster  of  quartz,  the  resinous  of  sphalerite,  the  adamantine  of  diamond  and 
cerussite,  the  dull  of  chalk  and  the  pearly  of  talc — furnish  valuable  aids  in 
hand  picking. 

Specific  Gravity. — The  difference  in  specific  gravity  of  minerals  affords  one 
of  the  surest  means  of  separating  them  from  each  other.  Specific  gravity  may 
be  defined  as  the  ratio  of  the  weights  of  equal  volumes  of  substances.  For 
convenience,  distilled  water  at  60°  F.  is  usually  taken  as  the  standard  of  compari- 
son. One  cubic  centimeter  of  quartz  weighs  2.653  grams,  while  one  cubic  centi- 
meter of  water  weighs  1  gram.  One  volume  of  quartz,  therefore,  weighs  2.653 
times  as  much  as  one  volume  of  water  at  60®  F.  In  like  manner  one  volume  of 
copper  is  found  to  be  8.8  times  as  heavy  as  one  volume  of  water.  The  specific 
gravity  of  quartz  is,  therefore,  said  to  be  2.653,  while  that  of  copper  is  8.8. 

We  can  go  still  further  and  compare  the  copper  with  the  quartz,  with  the 
above  figures  as  a  basis,  and  divide  8.8  by  2.653,  which  gives  3.317,  from  which 
we  conclude  that  one  volume  of  copper  is  3.317  times  as  heavy  as  one  volume  of 
quartz. 

Liquids  also  vary  in  specific  gravity.  Ocean  water  is  denser  than  fresh  water; 
Great  Salt  Lake  water  is  denser  than  ocean  water.  Unless  some  adverse  condi- 
tion is  introduced,  the  denser  the  water  the  better  will  it  serve  for  the  separation 
of  minerals. 

A  table  of  specific  gravities  of  minerals  taken  from  Dana's  ''System  of 
Mineralogy,"  1892,  is  given  in  the  appendix,  comprising  minerals  which  are 
more  or  less  apt  to  be  present  in  the  ore  deposits  of  this  country.  A  few 
artificial  products  are  also  included  for  convenience.  Against  many  of  the 
minerals  two  figures  are  given — thus,  the  specific  gravity  of  quartz  is  said  to  be 
from  2.653  to  2.660,  which  shows  that  its  specific  gravity  is  not  absolutely  con- 
stant, but  varies  from  one  figure  to  the  other. 

As  already  stated,  the  differences  in  specific  gravity  of  the  minerals  furnish 
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the  most  valnable  means  for  their  separation^  and  this  property  may  be  employed 
in  two  different  ways,  namely,  as  affecting  settling  power,  or  as  affecting 
momentum. 

Settling  Power  of  the  Particles  in  Air,  Water,  or  Other  Media. — In  general 
it  may  be  said  that  of  two  particles  of  the  same  size  and  shape,  the  heavier  will 
settle  faster  than  the  lighter,  and  of  two  particles  of  different  specific  gravities 
and  the  same  settling  velocity,  that  with  the  higher  specific  gravity  wul  be  of 
smaller  diameter  than  the  other.  The  ratio  between  these  two  diameters  will 
liave  an  approximately  constant  value  under  similar  conditions,  and  these  are 
called  settling  ratios. 

Momentum, — When  a  particle  is  given  a  high  velocity  in  a  horizontal  direc- 
tion, the  path  it  follows  is  called  its  trajectory.  Of  two  particles  of  the  same 
wze  and  shape,  the  heavier  will  have  the  longer  trajectory,  and  of  two  particles 
with  different  gravities  but  the  same  trajectory,  that  with  the  higher  gravity 
will  be  of  smaller  diameter  than  the  other. 

Adhesion  has  its  place  in  plate  amalgamation.  When  clean  •  particles  of 
gold  are  coated  with  mercury  and  brought  into  contact  with  an  amalgamated 
copper  plat«,  the  gold  adheres  to  the  plate,  while  the  quartz  particles  with  which 
the  gold  was  associated  do  not  adhere.  The  gold  is  thereby  separated  from  the 
quartz.  If  the  mercunr  is  clean  the  capillarity  is  concave  or  positive,  like  that 
of  water,  and  the  gold  adheres  strongly;  if  the  mercury  is  sick  or  foul,  the 
capillarity  is  convex  or  negative,  and  the  gold  is  lost.  It  is  purely  a  matter  of 
capillarity  and,  therefore,  belongs  among  the  physical  properties  of  the  minerals. 

Diamonds  adhere  to  a  greasy  surface,  while  quartz  does  not,  effecting  thereby 
an  economical  separation. 

Greasiness. — This  is  the  term  used  to  express  the  tendency  of  minerals  to 
float  on  the  surface  of  water  as  if  they  were  greasy.  It  is  caused  by  the  aver- 
sion of  the  surface  of  the  particle  to  become  wetted.  The  particle  may  carry 
an  air  bubble  down  with  it,  which  later  floats  it  to  the  surface,  or  its  dry  surface 
may  prevent  its  sinking  at  all,  the  particle  floating  at  the  base  of  a  little  dimple 
or  depression  on  the  surface  of  the  water.  This  causes  much  trouble  in  ore 
dressing.  All  minerals  exhibit  the  tendency,  but  with  some  species  it  is  very 
marked;  for  instance,  in  native  copper,  native  gold,  cassiterite,  sphalerite, 
graphite,  and  some  of  the  silver  minerals.  This  property  may  be  regarded 
rather  as  a  difficulty  to  overcome  than  as  a  help,  for  the  reason  that  it  cannot 
be  depended  upon — at  one  moment  a  given  grain  will  float,  at  another  it  will 
«ink.  An  approach  toward  a  useful  effect  may  be  gained  by  forcing  large 
quantities  of  air  in  fine  bubbles  to  the  bottom  of  the  sand  in  a  water  tank.  The 
floating  scum,  when  caught  by  gently  dipping  transverse  gates,  often  gives  a 
higher  assay  than  any  product  in  a  mill. 

MAaKETiSM. — The  attraction  to  the  magnet  is  quite  strong  in  some  minerals 
and  metals,  notably  magnetite,  some  forms  of  pyrrhotite,  cast  iron,  wrought 
iron,  steel,  nickel  and  cobalt.  Other  minerals,  such  as  franklinite,  chromite, 
serpentine,  black  blende,  garnet,  etc.,  have  very  weak  magnetism.  Still  others, 
such  as  quartz,  calcite,  gypsum,  feldspar,  etc.,  exhibit  no  attraction  at  all.  By 
using  properly  constructed  magnets  this  property  may  be  made  of  great  value, 
not  oidy  separating  the  magnetic  from  the  non-magnetic,  but  those  that  are 
more  magnetic  from  those  that  are  less  so. 

Change  op  Magnetism  by  Heat. — Certain  minerals,  especially  those  of 
iron,  when  heated,  lose  oxygen,  carbonic  acid  or  sulphur,  and  are  changed 
from  being  non-magnetic  or  only  slightly  magnetic  to  strongly  magnetic.  The 
magnet  may  then  be  employed  for  separating  them  from  non-magnetic  minerals. 

Change  op  Porosity  by  Heat. — Certain  minerals,  for  example,  pyrite,  if 
beated  gradually  sufficiently  high  and  for  a  sufficient  time,  part  with  some 
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volatile  ingredient,  for  example  sulphur,  and  by  becoming  porous  they  change 
to  a  lower  specific  gravity,  and  can  then  be  separated  from  miner^s  whose 
specific  gravity  was  equal  to  theirs  before  the  heating  took  place. 

Decrepitation. — Some  minerals,  when  laid  upon  a  hot  plate,  decrepitate  or 
fly  to  pieces  through  the  unequal  expansion  which  overcomes  the  cohesion  of  the 
molecules.  Calcite,  fluorite  and  barite  are  examples  of  this.  A  mineral  which 
decrepitates  may  be  separated  from  one  which  does  not,  by  decrepitating  and 
sifting;  the  latter  mineral  will  be  found  on  the  sieve,  while  that  which  was 
finely  decrepitated  will  have  gone  through. 

The  Use  of  Supplementary  Principles. — ^A  process  usually  consists  of 
two  or  more  successive  steps,  in  which  the  later  is  supplementary  to  the  earlier. 
Thus,  sorting  in  classifiers  is  followed  by  sizing  on  slime  tables;  and  sizing  by 
screens  is  followed  by  sorting  on  jigs.  In  each  case  the  first  step  prepares  the 
ore  for  the  second,  and  the  second  supplements  and  completes  the  work  which 
the  first  step  was  incapable  of  performing  alone.  Neither  step  is  complete 
without  the  other. 

The  use  of  graded  crushing  and  graded  separation  to  diminish  the  amount  of 
slimes  produced  is  quite  frequently  resorted  to  with  brittle  minerals. 

§  3.  Ore  dressing  is  divided  into  two  parts,  severing  and  separating: 

1.  Severing  or  Detaching. — The  valuable  minerals  as  they  occur  in  the  rock, 
are  attached  to  waste  minerals,  and  to  sever  the  one  from  the  other,  the  vaiioua 
steps  of  breaking,  crushing  and  comminuting  are  used. 

2.  Separating. — ^After  th^  crushing  has  severed  the  valuable  minerals  from 
the  waste,  the  two  are  still  mixed  together ;  and  the  true  separation,  which  pute 
the  good  ore  into  the  store  bin  and  sends  the  waste  to  the  dump,  must  then  take 
plaoa. 
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BREAKING,  CRUSHING,  COMMINUTING. 

The  valuable  minerals  occur  associated  with  and  attached  to  waste  rock^  and 
before  any  separation  can  take  place  the  one  mineral  must  be  severed,  detached 
or  unlockeJ  from  the  other,  and  this  is  done  by  one  or  more  of  the  following 
means:  blasting  in  the  mine;  calcining  by  fire;  steam  hammers;  drop  hammers; 
hajid  hammers;  rock  breakers;  crushing  rolls;  steam  stamps;  gravity  stamps; 
and  the  various  fine  grinders.  The  several  operations  and  machines  will  be 
taken  up  somewhat  in  the  order  of  sizes  of  rock  which  they  treat,  those  which 
treat  larger  lumps  being,  as  a  rule,  considered  earlier. 

Crushing  machines  may  be  divided  into  three  great  groups,  namely:  those 
which  break  by  pressure;  those  which  break  by  a  blow;  and  those  which  break 
by  abrading  or  grinding.    These  principles  are  discussed  in  Chapter  YII. 


CHAPTER  II. 

PRELIMINARY  CRUSHING. 

PreliminaTj  crashing  is  done  by:  blasting  in  the  mine;  calcining  for  fria- 
bility, with  or  without  quenching;  by  sledging,  spalling  and  cobbing  hammers; 
flteam  hammers  and  drop  hammers;  rock  breakers;  special  forms  of  rolls;  log 
washers  and  wash  trommels. 

§4.  Blasting  in  the  Mine. — Though  strictly  speaking  this  operation  lies 
outside  the  realm  of  ore  dressing,  it  may  be  made  to  help  or  to  hinder  the  con- 
centration which  follows,  according  to  the  manner  in  which  it  is  conducted. 
For  example,  high-power  explosives  break  the  rock  much  smaller  than  those  of 
low  power,  and  lessen  the  work  of  the  hammer  and  rock  breaker  very  mate- 
rially. On  the  other  hand,  if  the  valuable  minerals  are  brittle,  a  high  explosive 
may  cause  too  large  an  ampunt  of  fines,  leading  to  subsequent  loss  in  the  mill. 
The  occurrence  of  the  ore  in  the  vein  is  often  in  a  pay  streak  of  limited  width, 
and  when  this  happens  the  bore  holes  may  be  put  in  barren  adjacent  rock.  With 
this  precaution,  the  pulverizing  effect  of  the  high-power  explosives  may  extend 
to  barren  rock  only,  and  the  advantage  of  breaking  small  be  obtained  from  \is 
uae,  without  the  disadvantage  of  pulverizing  the  ore.  In  deposits  where  thi* 
above  precaution  cannot  be  taken,  and,  as  a  result,  an  undue  quantity  of  fines 
is  being  formed,  a  lower  power  explosive  may  be  resorted  to  as  a  cure  for  the 
evil. 

§  6.  Calcining  for  Friability,  with  or  without  Quenching  by  Water. 
— ^When  an  ore  is  heated  by  fire  the  minerals  are  cracked  and  fissured  in  all 
directions  by  the  unequal  expansion,  rendering  them  very  friable,  and  if  they 
are  droppea  into  water  when  hot  the  effect  is  increased.  Thi^  operation 
increases  the  capacity  of  the  crushing  machines  which  follow,  but  at  the  same 
time  it  increases  the  tendency  to  slime,  and  also  the  tendency  of  sulphides  and 
other  minerals  to  decompose  in  such  a  way  as  to  affect  the  subsequent  treatment, 
either  favorably  or  unfavorably.  An  instance  is  recorded  in  which  calcined 
quartz  yielded  15%  more  slimes  than  raw  quartz,  when  crushed  by  stamps.** 

At  Ammeberg,  Sweden,  in  the  works  of  the  Vieille  Montague  Co.,  coarse  ore 
is  "softened"  by  heating  in  kilns,  in  order  to  lessen  wear  on  the  crushing 
machinery.  Quenching  with  water  was  tried,  but  the  blende  decrepitated  to 
such  an  extent  as  to  cause  serious  loss  in  slimes,  and  it  was,  therefore,  given 
up.''  At  Allevard,  Prance,  spathic  iron  ore  is  "softened"  by  calcining,  so  that 
schist  and  quartz  can  be  separated  much  more  easily  than  without  calcining.^* 
At  Altenberg,  Saxony,  tin  ore  is  sometimes  made  friable  by  heap  roasting,  with 
fagots,  chips  and  roots  for  fuel."  At  some  of  the  corundum  mines  in  North 
Carolina,  the  large  blocks  of  hornblende,  feldspar  and  gneiss  are  prepared  for 
the  rock  breakers  by  building  a  fire  on  them,  and  then  suddenly  throwing  on 
water." 

Breaking  by  Hammers,  with  or  without  Hand  Picking. 

g  6.  Hammers  are  used  for  breaking  the  lumps  that  are  too  large  for  the 
machine  breakers;  or  to  aid  hand  piclnng,  by  which  clean  ore  is  set  aside  for 
the  smelter,  and  clean  waste  for  the  dump.  Hammers  of  several  kinds  are 
used:  sledges,  spalling  hammers,  cobbing  hammers,  steam  hammers,  and  drop 
hammers. 
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Hand  Sledges. — These  are  two-hand  hammers  and  are  used  in  all  mining 
regions  for  sledging,  ragging  or  breaking  the  larger  rocks  to  bring  them  to  a 
size  which  will  enter  the  jaws  of  the  machine  breaker.  Where  the  valuable 
mineral  cleaves  from  the  waste  rock  in  compact,  rich  fragments  of  sufficient 
size,  ha  ad  picking  accompanies  this  work. 

Two  chief  types  of  hammers  appear  to  find  favor:  those  with  beveled  edges 
are  shown  in  Fig.  1 ;  those  with  sharp  edges  are  shown  in  Fig.  2L     One  hammer 
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with  a  sharp  pean  running  at  right  angles  to  the  handle  is  shown  in  Fig.  3. 
The  advantage  of  two  faces  on  a  hammer  is  that  it  can  be  used  twice  as  long 
before  it  has  to  be  re-faced.  The  claim  for  the  sharp-edged  face  is  that  a  skill- 
ful operator  can  cleave  the  rock  with  the  edges  and  thus  effect  a  more  perfect 
separation  of  the  valuable  mineral  from  the  waste.  To  maintain  the  edges, 
these  hammers  have  to  be  faced  up  more  often  than  those  with  beveled  edges. 
The  sharp  pean,  set  at  right  angles  to  the  handle,  such  as  is  used  in  Mill  28, 
(see  Fig.  3),  has  the  advantage  that  cleavage  strokes  of  great  accuracy  can  be 
made  with  it.  Some  managers  claim  that  the  skill  of  the  workman  is  all 
important,  and  that  the  shape  of  the  hammer,  whether  square  faced  or  beveled, 
is  a  matter  of  indifference.     Others,  maintaining  the  virtues  of  the  square  face, 

TABLE    2. — SLEDGES    USED    IN    THE    MILLS. 


MiU 
No. 


18 
S8 
80 
40 
4B 


Locatt^. 


EtiBtto,  P.  Q 

Aspen,  Colo 

CoBur  d'Aiane,  Idaho. 
Butte,  Mont 


Lake  SupAiior,  Mich. 
SUvertoD,  Colo.» 


Face. 


Sharp  edges. 
Sharp  edgies  and 

sharp  pean. 
Beveled  edges. 

Beveled  edges. 

Sharp  edges. 
Beveled  edges. 


Weight. 
Pounds. 


18  to  16 

18 

18 
10  for  soft  rock. 
16  **   hard    '* 


•s* 


Length 

of  handle. 

Inches. 


88 
88 
84 


84 
80 


Shown  in 
Fig. 


*  18,000  feet  abuve  sea  level 


dissent  from  the  latter  proposition,  while  they  agree  to  the  former.  Table  2 
gives  some  sizes  and  forms  of  sledges,  and  the  localities  in  which  they  are  used. 

It  is  noteworthy  that  the  lightest  sledge  recorded  (10  pounds),  is  used  in  the 
light  air  of  a  very  high  altitude — 12,000  feet  above  sea  level.  It  will  be  noticed 
that  Mill  40  uses  a  lighter  hammer  for  soft  rock  and  a  heavier  one  for  hard  rock. 

In  regard  to  the  length  of  handle,  the  mill  practice  as  found,  ranges  from  28 
to  36  inches  gross  length.  As  a  general  principle,  the  longer  the  handle  the 
greater  the  speed  of  the  blow,  but  beyond  36  inches  the  heavy  sledges  become 
unwieldy. 

In  most  of  the  mills  where  sledges  are  used,  they  serve  only  to  facilitate  hand 
picking  (see  Chapter  XIII.),  the  principal  part  of  the  breaking  being  done  by 
machine;  but  in  Mills  2  and  14  all  of  the  breaking  is  done  by  hand.  In  Mill 
77  such  ore  as  needs  to  be  broken  before  being  fed  to  the  stamps,  is  broken  by 
sledges.    The  machine  breaker,  in  this  case,  however,  would  be  used  if  there 


§7 


PRELIMINARY  CRU8HING. 


11 


were  sufficient  height.*  In  Mill  25,  ore  is  broken  by  sledges  small  enough  to 
feed  to  the  9  X  15-inch  Blake  breakers. 

§  7.  Spalling  Hammers. — These  are  two-hand  hammers,  but  are  much  lighter 
than  sledges;  and  the  operation  of  spalling  is  the  breaking  of  moderate  sized 
lumps  down  to  a  uniform  size,  with  swift,  light  blows;  for  example,  bringing 
pyrite  down  to  a  suitable  size  for  kiln  roasting,  with  the  minimum  production 
of  fines.  The  spalling  hammers  used  at  Mill  13  (Fig.  4)  are  of  two  sizes,  which 
weigh  2  and  3  pounds  respectively,  each  of  which  has  a  27-inch  handle.  The 
larger  hammer  is  of  If-inch,  the  smaller  of  l^-inch  square  steel,  expanded  at 
the  eye  for  strength.  Each  is  6  inches  long  and  the  faces  are  rounded  almost  to 
a  hemisphere,  and  with  them  5-inch  cubes  are  broken  to  2  inches  in  size.  What 
appears  to  be  the  best  form  of  handle  for  a  spalling  hammer  is  much  smaller 
in  the  middle  than  at  the  ends.  It  is  30  to  36  inches  long,  about  1^  inches 
thick  at  the  hand  end,  about  1  inch  thick  at  the  hammer  end,  but  shaved  down 
to  $  inch  for  a  distance  of  10  inches,  beginning  6  inches  from  the  hammer.  Such 
a  handle  has  withstood  five  months  of  constant  use  by  a  careful  man,  while  the 
average  life  of  an  ordinary  handle  is  scarcely  four  days.**  In  addition  to 
increasing  the  life  of  the  handle,  the  flexibility  saves  the  shock  to  the  workman's 
hands. 

The  capacity  of  a  man  for  spalling  is  given  by  the  authorities  as  follows: 


Poiindfl  per  hoar. 

Katerial. 

8iae  of  product. 

Lfnkeobach. 

Patara 

Mttlnger... 

1.4S0 

1«400 

9B0  to  eas  (1^  to  0^  cubic  feet). 

OrdtnaiTBulf^ore. 
Average  om. 

6     Inches. 

§  8.  Cobbing  Hammers. — These  are  small  one-hand  hammers,  and  the  object 
of  cobbing  is  to  cleave  and  to  hand  pick  the  good  ore  from  the  refuse.  The 
cobber  generally  sits  down  to  his  work.  A  good  form  of  cobbing  hammer  has 
at  one  end  a  sharp  wedge-shaped  pean  placed  either  parallel  to  or  at  right  angles 
with  the  handle ;  and  at  the  other  end,  a  flat  face  with  sharp  edges ;  and  weighs 
from  2  to  4  pounds.  The  flat  face  is  used  for  the  harder  strokes,  the  sharp 
pean  for  the  finer  work.  The  sharp-edged  pean  at  right  angles  to  the  handle 
has  the  advantage  that  one  can  strike  a  truer  blow,  and  cleave  the  good  ore 
from  the  refuse  more  perfectly.  The  pean  parallel  to  the  handle  has  the 
advantage  that  the  fragments  fly  to  right  and  left  instead  of  toward  and  away 
from  the  operator.  No  cobbing  hammers  were  found  in  use  in  the  mills  visited 
by  the  author.  Various  sizes  of  hammers,  quoted  from  different  authors,  are 
indicated  in  Table  3. 

TABLE  3. — ^HAMMERS  QUOTED  PROM  AUTHORS. 


Sledghif?. 

SpaUingr. 

Cobbing. 

Weight. 
Fdonds. 

Handle  length. 
InchesT 

Weijfht 
Pounds. 

Handle  length. 
Inches. 

Weight. 
Pounds. 

Handle  length. 
Inches. 

Footer 

10  to  18 

atom 

4  or  5 

(8  to  4. 
^5  to  6  for 
ftouf^ieet  rock 

8Hto4H 

I 

riWto2for 
1  soft  rock. 
1  3  to  4  for 
L  hard  rock. 
2.2  to  2.6 
About  8.6 

>  10  to  19 

HatoD  de  la  Goupilliere. 

s 

About  48 

T'^kMih^h. . ,  r 

8 

88 

About  12 

Louis 

8 
8^4 

80 

Rittliiger 

8 

80  to  80 

2to4 

t  Sometimes  as  light  as  0  pounds. 


•Since  the  above  was  written  it  has  been  found  possible  to  introduce  machine  breakers,  and  they  are  now 
used. 
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§  9.  Steam  Hammers  of  large  size  were  formerly  used  in  the  Lake  Superior 
region,  at  Mine  44.  These  hammers  weighed  a  ton  or  more  and  were  lifted  and 
forced  downward  by  steam  cylinder  and  piston,  in  the  same  manner  as  large 
forging  hammers.  For  convenience,  the  anvil  was  placed  on  a  level  with  the 
floor  to  make  easy  the  placing  of  rock  masses  and  the  removal  of  the  fragments. 
The  use  of  higher  power  explosives  in  the  mine,  and  of  larger  rock  breakers  in 
the  rock  houses  has  done  away  with  this  machine. 

A  small  steam  hammer,  made  by  William  Sellers  &  Co.,  is  used  in  the  rock 
house  of  Mine  47  for  cleaning  mass  copper  from  adhering  rock.  The  cylinder 
is  10  inches  in  diameter,  with  stroke  18  inches  long.  The  steam  pressure  is 
60  pounds  per  square  inch;  the  number  of  strokes  is  144  per  minute,  more  or 
less,  and  it  consumes  about  eight  horse  power.  The  weight  of  the  striking  part 
is  400  pounds.  The  anvil  weighs  about  3,000  pounds.  The  shoe  is  made  of 
gray  cast  iron,  which  lasts  90  days  and  is  more  durable  than  chilled  cast  iron. 
Three  men  working  with  this  hammer,  can  dress  one  ton  of  mass  copper  per 
hour.     It  yields: 

Clean  copper  (about  75%  copper)  to  smelter. 

Rich  copper  rock  (7  to  10%  copper)  to  the  stamps. 

Drop  Hammers^  operated  on  the  principle  of  a  pile  driver,  are  used  to  a  con- 
siderable extent  in  the  Lake  Superior  district  for  breaking  large  lumps  and 
cleaning  mass  copper  preparatory  to  smelting.  They  are  used  in  the  rock  houses 
of  Mines  46,  47  and  48.  I'he  hammer  is  lifted  between  guides  by  a  rope,  an 
overhead  sheave  and  a  winding  drum.  When  at  the  top,  the  drum  is  released 
and  the  hammer  falls,  unwinding  the  rope  as  it  goes  down.  The  hammer  has  a 
shoe  in  the  form  of  a  truncated  cone.  The  die  is  supported  upon  heavy  founda- 
tions to  withstand  the  shock,  and  is  placed  on  a  level  with  the  floor  for  conven- 
ience in  bringing  masses  of  rock  and  removing  the  resulting  fragments.  The  shoe 
and  die  are  replaceable  when  worn  out.  Details  of  the  drop  hammers  in  the 
mills  are  given  in  Table  4. 

TABLE   4. — ^DROP   HAMMERS. 


Mill 

Entire  Hammer. 

Shoe  Alone. 

sss- 

No. 

Length. 
f%et. 

Diameter. 
Inches. 

Weight 
Pounds. 

f^. 

Top  Dlam. 
Inches. 

Bottom  Dlam 
Inches. 

Weta^tCaboat). 

46 
47 

7 

IS 

9,000 
8,000 
8,000 

IS 

12 

8 

2B0 

6 
6to80 

48 

7 

12 

12 

12 

8 

250 

6 

§  10.  Advantages  of  Hand  Breaking. — Breaking  by  hand  is  more  expensive 
than  by  machines  if  any  considerable  quantity  of  work  is  being  done ;  but  if  the 
enterprise  is  temporary  or  on  a  small  scale,  or  if  the  valuable  mineral  is  of  high 
value,  or  cleaves  in  compact,  clean  lumps,  hand  work  may  be  the  cheaper. 

Hand  breaking  makes  much  less  fines  than  breaking  by  machine;  and  with 
certain  classes  of  ores,  for  example  preparing  pyrite  for  making  sulphuric  acid, 
this  has  at  times  been  considered  a  sufiicient  gain  to  offset  the  advantage  of  the 
cheaper  machine  work.  Hand  breaking  has  the  important  additional  advantage 
of  intelligence — it  severs  the  different  minerals  from  each  other  in  a  manner 
most  favorable  for  making  clean  products  by  hand  picking.  This  fact  is  utilized 
in  Mills  13,  17,  46,  47  and  48,  although  they  use  machines  for  the  principal  part 
of  their  breaking. 

The  relative  proportion  of  fines  was  shown  by  a  test  of  2,220  tons  of  average 
copper  ore,  hall  of  which  was  broken  by  hand,  and  half  by  a  breaker  set  at  64 
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mm.  opening,  ever}'thing  smaller  than  6  mm.  having  been  first  screened  out.** 
The  proportions  of  coarse  to  fine  made  by  the  operations  were  as  follows: 

Br  hAnd.  By  breaker. 

Through  64  mm.  on  6  mm.  90.60  per  cent       8S.68  per  cent. 

Thn>i]gh  6  mm.  0.81    '•     "  17.«  **     " 

showing  that  the  breaker  produced  nearly  twice  as  much  fines  as  the  hanmier. 

The  advantage  of  the  intelligence  that  is  coupled  with  hand  breaking,  over 
the  mere  mechanical  breaking  done  by  machines,  is  shown  by  a  test  where  49% 
of  clean  products  was  picked  out  in  connection  with  the  former,  while  only  17% 
was  picked  out  in  connection  with  the  latter.'* 

The  question  as  to  whether  hand  or  machine  breaking  is  preferable  in  any 
given  case  must  be  decided,  of  course,  by  the  net  profit. 

ROCK  BREAKERS. 

§  11.  These  machines,  as  a  rule,  constitute  the  first  step  in  systematic  crushing 
for  mill  work.  They  all  act  upon  the  principle  of  approaching  and  receding 
jaws  which  crush  the  rock.  They  are  fed  with  ore  of  mixed  sizes  up  to  the  maxi- 
mum diameter  that  the  mouth  or  receiving  opening  can  take,  and  they  break  it 
to  a  uniform  maximum  size,  which  latter  is  determined  by  the  distance  apart  of 
the  jaws  at  the  throat  or  discharge  opening.  Since  the  large  size  and  irregu- 
larity of  the  feed  rock  generally  precludes  automatic  feeding,  they  are  fed  by 
hand  or  by  shovel,  in  many  cases  by  chute  sloping  from  the  bottom  of  a  bin, 
the  attendant  easily  pulling  forward  the  ore  in  the  chute  by  a  rake  or  hoe. 

There  are  two  chief  classes  of  machines: 

I.  The  jaw  breakers,  which  are  intermittent  machines. 

II.  The  spindle  or  gyrating  breakers,  which  are  continuous  machines. 

I. — Jaw  Breakers. 

The  jaw  breakers  are  divided  into  three  types  according  to  the  movement  of 
the  jaw: 

(a)  Those  which  are  pivoted  above  so  as  to  give  the  greatest  movement  on  the 
smallest  lump. 

(b)  Those  which  have  an  equal  movement  on  all  sizes. 

(c)  Those  which  are  pivoted  below  and  have  the  greatest  movement  on  the 
largest  lump. 

(a)   JAW  BBEAKEBd  WITH  GREATEST  MOVEMENT  ON  SMALLEST  LUMP. 

§  12.  The  Blake  Breaker,  as  finally  adopted  by  its  inventor,  Mr.  Eli  Whitney 
Blake,  was  the  first  successful  jaw  breaker,  and  it  has  held  its  place  as  the 
standard  machine  ever  since.  The  original  form,  patented  June  15,  1858, 
gave  the  greatest  movement  at  the  mouth.  **The  inventor  quickly  saw  that  for 
rapid  crushing  of  rock  the  conditions  of  movement  of  jaw  should  be  reversed, 
— that  the  lower  part  of  the  crushing  face  should  have  the  greatest  move- 
ment.**" The  standard  form  which  is  in  the  catalogues  of  all  the  manufac- 
turers, has  the  greatest  movement  on  the  smallest  lump. 

The  Blake  breaker  (see  Figs.  6,  6  and  7)  is  made  up  of  the  parts  described 
as  follows:  The  frame  1  (Pig.  7)  is  made  of  strong  cast  iron  or  cast  steel,  strongly 
ribbed,  and  amply  thick  to  resist  great  stresses  and  shocks.  Below  and  forming 
parts  of  the  same  casting,  are  the  four  legs  0  (Fig.  5)  with  feet  having  bolt 
holes  for  holding  down  the  machine.  Upon  the  top  of  the  frame  are  the  boxes 
for  the  swing  jaw  shaft  35,  and  the  eccentric  shaft  36.    At  the  rear  is  a  hori- 


14 


ORE  DRESSING, 


12 


zontal  web  43,  for  the  support  of  the  toggle  wedge  10,  and  toggle  block  8.  The 
fixed  jaw  4,  is  bedded  with  \  inch  of  zinc  against  the  end  of  the  frame  1.  The 
fixed  jaw  plate  5  is  held  in  its  place  by  the  two  cheek  plates  13,  which  are  wedge 
shaped  and  are  driven  to  a  bearing  between  the  fixed  jaw  plate  and  recesses  in 
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KEY  TO  FIGS.  5,  6  AND  7. 


0.  Legs. 

17.  Rubber  spring. 

33. 

1.  Frame. 

18.  Washer. 

84. 

2.  Swing  jaw. 

19. 

35. 

8.  Pitman. 

20.  Thumb  nut. 

86. 

4.  Fixed  jaw. 

21.  Hopper. 

87. 

5.      "        "    plate. 

22.  Key. 

23.  Bolt. 

88. 

6.  Swing   "      •* 

7.  Toggle. 

89. 

24.      - 

40. 

8.       -      block. 

25.      " 

41. 

9.       "      bearing. 

26.  Eye  bolt. 

42. 

10.  Wedge. 

27.  Lock  wrench. 

48. 

11.  Fly-wheel. 

28.      - 

44. 

12.  Pulley. 

13.  Cheek  plate. 

29.  Bolt. 

45. 

80.      - 

46. 

14.  Pitman  half-box. 

81.  Set  screw,  for  key. 

47. 

15.  Spring  bar. 

82.  Bolt. 

48. 

16.       '•       rod. 

Set  screw. 

Nut. 

Swing  jaw  shaft. 

Eccentric  shaft. 

Cap  for  swing  jaw  shaft. 

*'      •'  ecc/entric. 
Key  for  fly-wheel. 
Gib. 
Key. 

Supporting  bolt. 
Web. 

Adjusting  bolt. 
Throat. 
Mouth. 
Oil  tubes. 
Recesses  for  cheek  plates. 


the  frame  48.     (See  Fig.  7.)     Chilled  cast  iron  with  longitudinal  90**  corru- 
gations appears  to  be  the  most  usual  material  and  form  for  the  jaw  plates. 

The  swing  jaw  2,  is  of  steel  and  is  held  to  its  shaft  35,  by  the  gib  40,  and  key 
bolt  41.  It  is  furnished  with  a  jaw  plate  6,  which  is  held  by  dovetails  to  the 
jaw.  At  the  rear  of  the  jaw  is  a  steel  toggle  bearing  9,  and  near  the  bottom  is 
an  eye  for  the  spring  rod  16. 
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The  pitman  3,  is  of  steel  and  is  suspended  from  the  eccentric  shaft  36,  with 
bearing  surfaces  of  babbitt  metal  above  and  below  which  can  be  taken  up,  as  they 
wear,  by  the  key  22.  It  is  made  very  strong  to  resist  great  tensile  stress.  It 
has  two  steel  toggle  bearings  9.  The  toggle  block  8,  supported  by  the  bolt  42, 
is  also  furnished  with  a  steel  toggle  bearing  9.  All  four  toggle  bearings  are 
held  in  place  by  set  screws,  30.     The  wedge  10  is  elevated  or  depressed  by  the 
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bolt  44.  The  two  toggles  7,  are  supported  by  the  toggle  block  8,  the  pitman  3, 
and  swing  jaw  2,  respectively. 

The  two  spring  rods  16,  are  furnished  with  rubber  springs  17,  which  are  held 
in  compression  against  the  spring  bar  15.  The  four  toggle  bearings  9,  are  fur- 
nished with  oil  tubes  47.  These  and  all  the  oil  holes  in  the  boxes  are  kept 
plugged  to  avoid  grit.  The  half  hopper  21  (see  Fig.  6),  covers  the  boxes,  key 
and  oil  holes  of  the  swing  jaw  shaft  and  shields  the  pitman  and  toggles.  The 
heavy  fly-wheel  11  is  attached  to  the  eccentric  shaft  36  by  a  key  39,  and  the 
pulley  12,  is  bolted  to  the  fly-wheel. 

The  receiving  space  46,  is  called  the  mouth  and  is  measured  by  the  width  of 
the  jaw  plates,  that  is  to  say,  the  distance  between  the  cheek  plates;  and  by  the 
gape  or  opening,  that  is  to  say,  the  distance  between  the  tops  of  the  jaw  plates. 
The  discharging  space  45  is  called  the  throat  and  is  measured  by  the  width  of 
the  jaw  plates  and  the  opening  between  the  jaws  when  they  are  farthest  apart. 
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§  13.  Operation  and  Adjustment, — The  operation  of  the  machine  is  as  fol- 
lows: As  the  eccentric  lifts  the  pitman,  it  straightens  out  the  toggles,  lengthen- 
ing the  distance  between  their  outer  ends.  This  forces  the  swing  jaw  to  ap- 
proach the  fixed  jaw,  crushing  the  rock.  When  the  eccentric  lowers  the  pitman, 
it  unlines  the  toggles  and  the  swing  jaw  is  free  to  recede  from  the  fixed  jaw. 
It  is  forced  to  do  so  by  the  rubber  spring  and  it  then  allows  the  crushed  rock 
to  slide  down  to  a  new  bearing  preparatory  for  the  next  nip. 

The  power  is  brought  by  a  belt  to  the  pulley  and  is  consumed  by  the  crushing 
of  rock,  for  a  period  slightly  less  than  one-half  a  revolution,  because  it  requires 
an  instant  of  time  to  settle  the  rock  to  a  bearing  against  the  jaws.    During  the 
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other  one-half  revolution,  the  power  is  being  accumulated  in  the  fly-wheeL 
Hence  its  action  is  intermittent. 

When,  by  the  wear  of  the  jaw  plates,  the  space  at  the  throat  becomes  too  great 
and  the  crushed  rock  too  coarse,  the  jaws  can  be  brought  nearer  to  each  other  by 
raising  the  wedge  by  means  of  its  nut.  When  the  wear  is  too  great  for  this 
adjustment  to  be  effective,  longer  toggles  can  be  used,  care  being  taken  to  choose 
them  of  lengths  to  keep  the  pitman  vertical.  Later,  the  jaw  plates  may  be  in- 
verted and  the  whole  thing  repeated,  and  finally,  new  jaw  plates  must  be  pro- 
vided. 

§  14.  Details  of  Sizes. — Table  5  shows  the  details  of  the  different  sizes  of 
Blake  breaker  made  by  the  Farrel  Foundry  and  Machine  Co.,  some  of  which  are 
illustrated  in  Fig.  8. 

The  capacities  stated  in  the  list  are  approximate,  and  are  based  on  a  rock  or 
ore  that  is  hard  and  friable,  diligently  fed,  and  that  will  clear  itself  quickly  at 
outlet,  and  they  vary  somewhat  according  to  the  nature  of  material  to  be  broken. 


§  u 


PRELIMINARY  CRUSHING, 


17 


Hnrd  rock  that  oreaks  with  a  snap  breaks  faster  than  sandstone.  The  capacity 
varies  with  the  number  of  revolutions  per  minute^  so  that,  where  the  breakers 
are  run  at  300  revolutions,  the  capacity  will  be  ^  more  than  that  given  in 
Table  5.  The  horse  power  required  to  drive  breakers  varies  somewhat,  accord- 
h\g  to  the  character  of  material  and  size  to  which  it  is  broken,  but  that  given 
in  the  table  is  a  fair  average,  and  is  equivalent  to : 

11  to  12  tons  per  horse  power  per  24  hours,  crushed  to  IJ  inches. 

15J  to  19  tons  i>er  horse  power  per  24  hours,  crushed  to  2  inches. 

18  to  22  tons  per  horse  power  per  24  hours,  crushed  to  2^  inches. 

TABLE    5. — SIZES    OF    BLAKE    BREAKERS,    MADE    BT    THE    PARREL    FOUNDRT    AND 

MACHINE  CO.       (From  the  Catalogue.) 

Abbrerlatioiia.— H.  P.=honepower;  In.=iDcheB;  Ft. = feet;  Rev. = revolutions. 


No. 


Approxiinate  capacity  in 
daj  of  M  hours  to  sises 


Extreme  dimenilons. 


I 


Siae 

of 

pulley. 


ia 


TbCal 
Weight. 


II 


In. 

F 
8x2 
10x4 
10x7 
S0x6 
9Jx4 
^    r,x9 

7  ",  I'lXlO 

8  v'«)xlO 
9*  I  J  IxW 

10*    »Jxl8 


11 

12* 

18» 


0x15 
:uSx20 
36x:M 


Tons.      In. 

Tons. 

or        Labo 

ratory 

24toS 

10  to 

84  ''  2 

eo" 

120  "  2 

96" 

800"  2 

200" 

120  •*  1 

84  " 

gS"§^ 

190  " 

240" 

420"ir 

860" 

600  *'  8 

480" 

720"  8 

660" 

980"  4H 

840" 

1,«0"  8 

1.440" 

2,400"  10 

1,920" 

In. 
U 


Tons. 


Ft.  In 


1,200' 


Ft.  In 
1   2 


275 
275 
275 
275 
275 
275 
275 
275 
275 
275 
275 
275 
275 
275 


M 


Pounds. 

100 

1,200 

4,660 

6,200 

11,800 

18,000 

15.000 

16.800 

18,800 

26,000 

87,600 

87,600 

50,000 

60,000 


Pounds. 

40 

560 

2,700 

4,460 

6,600 

7,500 

7,800 

9,800 

10,800 

12,000 

22,000 

22,000 

26,700 

86,700 


•These  aiaes  have  two  drivliig  puUeyi. 


piQ.  8. — STYLE  OF  BLAKE  NUMBERS  6^  TO  13  INCLUSIVE,  TABLE  5. 
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FIG.  9. — PLAN  OF  NO.  13  BREAKER,  IN  TABLE  5. 


The  large  breaker,  No.  13,  with  jaw  opening  36X24  inches  (see  Figs.  9 
and  10),  is  used  by  Mill  44  to  crush  the  large  lumps  down  to  12  inches,  work 
which  was  formerly  done  by  a  steam  hammer. 

§  15.  Instructions  for  Mounting  a  Blake  Breaker,  taken  from  a  number  of 
trade  catalogues,  are  as  follows: 

1.  Place  the  frame  1  (Fig.  5)  level  on  the  floor  or  on  the  timbers,  lengthwise. 


FIG.  10. — ELEVATION  OF  NO.  13  BREAKER,  IN  TABLE  5. 


§  15 


PRELIMINARY  CRU8HINQ. 


19 


2.  Put  in  swing  jaw  2,  tighten  the  caps  37  on  swing  jaw  shaft  tight  enou^ 
to  keep  the  shaft  from  moving,  then  put  on  the  lock  nuts. 

3.  Put  in  pitman  3,  with  large  end  of  key  nearest  the  toggle  block  8.  Let 
it  drop  on  a  block  of  wood  high  enough  to  clear  bearings  about  six  inches,  then 
^lide  in  the  shaft  36.  Notice  the  marks  on  one  end  of  the  shaft,  so  as  to  get 
the  pulley  end  on  the  driving  side. 

4.  Put  in  the  lower  box  with  thin  wood  packing.     (This  packing  keeps  the 


FIG.    11. — SECTION    OF   THE   BLAKE    CHALLENGE    BREAKER. 


A.  LfOwer  timber  frame. 

B.  Upper      ••  " 

C.  Clamps. 

D.  Fly  wheela 

E.  Pulley. 

F.  Fixed  jaw  block. 

G.  Pitman  toggle  block. 


H,  Pitman  half-box. 
/.  Cheeks. 
J.  Swine  jaw. 
K.  Jaw  snaft. 
L.  Spring. 
M.  Oil  chamber. 
N.  Main  tension  bolts. 


O.  Toggles. 

P.  Jaw  plates. 

R,  Pitman  rod  nuts. 

S.  Main  eccentric  shaft 

T.      **     toggle  block. 

U.  Fixed  jaw  back. 

V.  Spring  rod. 


key  from  tightening  the  lower  box  to  the  shaft.)     Next  put  in  key  from  the 
back  and  tighten  set  screw. 

5.  Lower  shaft  into  bearings  and  put  on  caps,  having  a  piece  of  thin  wood 
or  leather  under  the  caps,  to  keep  them  from  being  screwed  down  too  tight  on  the 
shaft. 

6.  Put  on  fly-wheels  according  to  marks  on  the  shaft.  Key  them  tight  to 
clear  the  side  of  the  bearings  about  t'*  inch,  and  bolt  on  the  driving  pulley  to 
its  place. 

7.  Put  in  the  toggles  7,  the  longer  in  front,  or  between  the  swing  jaw  2  and 
pitman  3.  Let  the  wedge  10  be  screwed  down  to  the  lowest  point.  By  raising 
or  lowering  the  wedge  10  with  nut  44,  the  size  of  the  product  is  changed.  If 
this  will  not  give  the  required  size,  change  either  front  or  back  toggle,  keeping 
the  pitman  3  about  upright.  Put  in  the  spring  rod  16  and  the  rubber  spring 
17,  compressing  the  rubber  only  tight  enough  to  bring  back  the  swing  jaw  2. 

8.  Tighten  the  toggle  block  8  with  the  nut  42.  Oil  bearings  by  the  tubes 
47,  set  in  for  the  purpose.  Apply  power  and  breaker  is  ready  for  use.  Keep  iron 
plugs  in  the  oil  tubes  to  exclude  the  dust. 

9.  If  the  fixed  jaw  4  should  require  to  be  cast  up,  use  zinc,  about  J  inch  thick. 
When  the  jaw  plates  are  worn  at  the  lower  ends,  they  can  be  reversed.    If  ^* 
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steel  toggle  bearings  should  wear,  they  can  also  be  reversed.  It  will  then  be 
necessary  to  drill  oil  holes  on  the  other  side  for  the  oil  tubes. 

§  16.  Otheb  Breakers  op  the  Blake  Type. — ^After  the  original  patents 
of  the  Blake  breaker  ran  out  in  1878,  manufacturers  of  mining  machinery 
throughout  the  country  began  to  seek  improvements  upon  the  original.  Some 
of  these  changes  are  indicated  in  the  extracts  given  below^  from  trade  catalogues 
and  from  correspondence. 

§  17.  The  "Blake  Challenge  Rock  Breaker,  or  Sectional  Cushioned  Crusher^' 
is  a  new  design  put  forward  by  Theodore  A.  Blake.  It  combines  hard  wood  beams 
and  wrought-iron  bolts  with  the  requisite  cast-iron  blocks.  The  object  is  to  make 
a  sectional  breaker  of  great  lightness  and  strength.  The  parts  of  it  are  indi- 
cated in  Fig.  11. 

The  wear  of  the  laws  is  taken  up  by  the  main  tension  bolts  N.  Rubber  cushions 
I  inch  thick  are  placed  beneath  the  ends  of  the  upper  frame  B,  to  relieve  the 


PIG.  1%. — MONARCH   ( BLAKE  TYPE)    BREAKER,  MADE  BY  THEODORE  A.  BLAKB. 


C  damps. 
F.  Main  frame. 
H  Pitman. 
/.  Cheeks. 


J.  Swing  jaw. 

K.  Swing  jaw  shaft. 

L.  Spring. 

N,  Tension  bolt. 


O.  Toggles. 

P,  Jaw  plates. 

8.  Main  eccentric  shaft 

T.  Toggle  block. 


frame  in  case  of  undue  stress.  In  the  pitman  head  under  the  main  eccentric 
bearing  there  is  a  chamber  M,  for  oiled  cotton  waste  for  lubricating  the  pitman 
head. 

§  18.  Monarch  Breaker, — Theodore  A.   Blake  has  also  made  a  large-sized 
breaker,  which  he  calls  ^'Monarch,"  with  an  inverted  pitman,  this  form  being 
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chosen  in  order  to  lighten  the  weight  of  the  frame.    It  is  illustrated  in  Fig.  12, 
and  its  detaUs  are  given  in  Table  6. 


TABLE  6. — SIZES  OF  THE  MONAROH  BBBAKER.     (Vrom  the  Catalogue.) 


Mouth  Size. 
Inches. 

ApprazliDate  Weight 
Pounds. 

DriTlDsr  Pulley. 
Inches. 

Hone  Power 
required. 

80x18 
80x16 
80x18 
MxSO 

60,000 
60,000 
46,000 
180,000 

57X16 
67x14 
67x18 

80 
86 
86 

At  Pittsburg,  Pa.,  a  30X18  machine  running  at  300  revolutions  per  minute^ 
and  using  45  to  50  horse  power,  is  reported  to  crush  16-inch  cube  limestone  to 
4-inch  cTioe,  at  the  rate  of  30  tons  per  hour  and  at  a  cost  of  2f  cents  per  ton. 
The  same  machine  on  hard  Vermillion  hematite,  crushes  600  tons  per  24  hours 
to  3  inches  at  a  cost  of  3^  cents  per  ton;  on  softer  ores  it  crushes  750  tons  per 
24  hours. 

§  19.  S.  R.  Krom  makes  Sectional  Breakers  of  the  Blake  Type  with  two  or 
four  tension  bolts.  He  uses  toggles  with  cylindrical  faces  rolling  upon  plane 
surfaces  to  do  away  with  the  friction,  thus  saving  wear,  power,  and  oil.  As 
shown  in  Fig.  19,  the  toggles  are  supported  at  each  end  by  flattened  gear  teeth 
which  occupy  only  22.5%  of  the  horizontal  width  of  the  bearing  surface.  To 
guard  the  machine  against  breaking  by  the  feeding  of  a  hammer  head  or  other 
hard  object,  he  uses  upon  the  tension  bolts  either  breaking  cups  of  cast  iron  which 
yield  by  breaking  or  malleable  washers  which  yield  by  bending,  or  he  puts  an 
elastic  connection  into  his  pitman  by  means  of  a  car  spring.  For  lubricating 
the  nnder  side  of  the  eccentric  journal,  he  uses  a  packing  (Fig.  19),  held  in 
place  by  a  spring.  His  jaw  plates  are  made  up  of  tempered  steel  bars  running 
across  the  jaws,  as  in  Fig.  19. 

§  20.  The  Union  Iron  Works  Breaker  has  both  the  jaw  plates  keyed  at  the  top 
by  keys  running  the  whole  width  of  the  jaw.  The  opposing  grip  is  obtained 
from  a  dovetail  in  the  back  of  the  jaw  plate  and  running  across  it,  which  is 
forced  against  the  edge  of  a  dovetail  socket  in  the  jaw. 

§  21.  A  Duplex  Breaker  made  by  the  Farrel  Foundry  and  Machine  Co.  serves 
to  increase  the  capacity  of  the  machine.  This  is,  in  effect,  two  breakers  in  one. 
Table  7  gives  the  sizes.  The  two  jaws  come  forward  alternately,  each  in  its  own 
compartment. 


rABLE  7. — SIZES  OP  FARREL  DUPLEX 

BREAKER.    (From  the  CMalogu&) 

Ko. 

Mouth 
Size. 

Capadty  in  Tons  per  Day  of  94  Houn 
toSixeJiStat^ 

Sir^of 
Pulleys 

Rev.  per 
Minute. 

HP. 
required. 

Weight. 

Weight  of 
HesTiest  Piece. 

IR 
16 

Inches. 
40x6 
40x10 

Tods.  In. 
480  toS 

gootos 

Tons.  In. 
288  tol 
780  to2 

Tons.   In. 
144  to    U 
480  to  1^ 

Inches. 
80x9 
80x10 

800 
800 

90 
80 

Pounds. 
21,600 
84,600 

Pounds. 
12,400 
19,600 

§  22.  Brennan  £  Young  make  a  breaker  which  has  its  movable  jaw  divided 
vertically ;  one  half  advances  while  the  other  retreats.  The  two  jaws  are  adjacent 
to  each  other  in  the  same  compartment.  For  details  of  this  as  found  in  the  mills, 
see  Table  9,  Mill  89,  breakers  Nos.  1  and  2. 

§  23.  The  lever  pattern  of  Blake  breaker  (see  Fig.  13)  is  lighter  and  has 
parts  more  accessible  than  the  pitman  pattern  for  the  same  work.  It  has  a  large 
eccentric  stroke  causing  undue  wear.    The  power  is  transmitted  through  a  belt. 
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a  pulley,  a  crank  2,  a  connecting  rod  3,  a  lever  4,  pitman  5,  and  a  pair  of  toggles 
6,  to  the  swing  jaw  7. 

§  24.  The  Oiant  Rock  Breaker,  made  by  the  Parke  &  Lacy  Co.,  is  of  the  Blake 
type  and  has  a  sectional  cast-iron  frame  and  four  strong  tension  rods. 

The  jaw  plates  of  this  breaker,  called  pin  plates,  are  made  of  cast  steel,  studded 
with  special  steel  pins  which  are  made  very  hard  and  driven  into  holes  drilled 
in  the  plates.  The  cast  steel  wears  more  rapidly  than  the  special  steel  pins,  which 
therefore  furnish  projecting  points.  The  take-up  shell  of  the  pitman  in  which 
the  eccentric  shaft  works  is  provided  with  springs  (see  Fig.  18),  and  as  the 
eccentric  wears  out  of  true  the  springs  take  up  the  lost  motion  and  thereby 
prevent  pounding,  so  that  the  machine  may  be  run  at  a  higher  speed.  The  pit- 
man is  made  hollow  to  lighten  it. 


FIO.   13. — SECTION  OP  A  9  X  13-INCH  BLAKE  BREAKER  OF  THE  LEVER  PATTERN. 


§  25.  The  Risdon  Iron  Works  use  four  or  six  tension  rods  on  the  cast-iron 
frame,  making  the  breaker  sectional.  They  place  the  wedge  for  adjusting  the 
jaw  opening  at  the  bottom  of  the  pitman,  moving  the  toggle  bearings  apart  or 
together,  according  as  decreased  or  increased  space  between  the  jaws  is  desired. 
The  wedge  bolt  is  on  a  cast-iron  plate  which  serves  as  breaking  piece  for  the 
machine.  A  babbitted  gib  and  spring  key-bolt  are  used  under  the  main  shaft 
at  the  head  of  the  pitman  to  take  up  wear  and  prevent  pounding.  The  pitman  is 
made  hollow  to  lighten  it. 

§  26.  The  Joshua  Hendy  Machine  Works  use  four  tension  bolts  with  cast-iron 
frame,  making  their  machines  (the  Hercules  Rock  Breaker)  of  the  sectional 
pattern.     They  also  use  cast  steel  jaw  plates. 

§  27.  In  the  breaker  made  by  the  Fulton  Iron  Works  the  fixed  jaw  is  held 
in  place  by  four  eye-bolts  which  act  as  the  chief  tension  pieces  of  the  machine. 
By  loosening  the  two  upper  eye-bolts  and  slipping  them  to  one  side,  the  fixed  jaw 
can  be  quickly  revolved  down  to  a  horizontal  position  for  repairs.  The  jaw  plates 
consist  of  horizontal  steel  bars  placed  one  above  the  other.  A  key-bolt  and  spring 
gib  hold  the  babbitt  and  the  under  side  of  the  eccentric  at  the  head  of  the  pit- 
man to  take  up  lost  motion  and  prevent  pounding.  A  spiral  spring  is  used  for 
opening  the  jaw.  They  also  make  a  breaker  with  two  heavy  tension  rods  below 
and  two  shorter,  lighter  rods  above,  with  a  view  to  lightening  the  frame. 


§  28 


PRBLIMINAR7  CRUSHING, 


§  28.  In  a  Blake  breaker  made  by  the  Gates  Iron  Works,  the  toggle  block  8 
(see  Fig.  5)  is  made  adjustable  up  and  down,  which  affords  a  means  of  varying 
the  angle  between  the  toggles  and  consequently  the  amount  of  throw.  The  varia- 
tion is  given  in  Table  17. 

§  29.  A  28X30-incA  Blake  breaker  used  at  the  Minnesota  Iron  Mine  was 
modified  so  as  to  overcome  trouble  from  stalling  on  hard  ore.  The  angle  be- 
tween the  toggles  was  flattened  as  much  as  possible  and  the  throw  of  the  eccentric 
was  increased  to  2  inches  in  order  to  retain  a  movement  of  1\  inches  at  the 
throat.  The  jaw  plates  were  also  made  in  four  sections  so  that,  as  the  bottom 
section  wears  faster  than  the  others,  it  is  only  necessary  to  take  it  out,  move  the 
other  three  sections  down  one  position,  and  put  a  new  section  in  at  the  top. 

§  30.  Walburn  &  Swensen  use  hammered  steel  for  the  eccentric  shafts. 
Friedrich  Krupp  Orusonwerk  of  Germany  has  some  500  different  models  for 
chilled  cast-iron  jaws.  The  Colorado  Iron  Works  use  suitable  oil  cellars  in  all 
the  boxes,  to  better  the  lubrication. 

§  31.  The  Buchanan  Rock  Breaker  (see  Fig.  14),  made  by  the  George  V. 
Cresson  Company,  of  New  York,  has  its  fixed  jaw  B  pivoted  at  P',  which  enables 
the  adjustment  of  the  space  between  the  jaws  to  be  made  through  the  cross  bar 
L  and  the  tension  bolts  and  lock  nuts  E.  V-washers  slip  over  the  tension  bolts 
between  L  and  the  frame  and  keep  the  fixed  jaw  firmly  in  place.  This  arrange- 
ment allows  a  variation  in  adjustment  of  3  or  4  inches  without  changing  the 
toggles.  This  breaker  is  built  largely  of  steel  and  is  made  sectional  for  ease  of 
transportation,  and  to  give  greater  strength  to  the  parts  needing  it. 

In  an  older  type  of  this  breaker,  the  two  jaws  were  both  movable,  one  being 
pivoted  at  L  and  the  other  at  a  point  about  two-thirds  the  distance  from  the 
toggle  up  to  P.  The  tops  of  the  jaws  P  and  P'  were  connected  by  two  double 
eye-bars,  the  result  being  that  the  motion  at  P'  was  about  one-half  that  imparted 
to  the  other  jaw  at  the  end  of  the  toggle.  The  respective  movements  of  the 
jaws,  measured  on  a  figure,  were  as  shown  in  Table  8. 

TABLE  8. — MOVEMENTS  OP  OLD  BUCHANAN  BREAKEB. 


HoToment 

of  Jaw  B. 

Inches. 

MoTement 

of  jaw  B'. 

Inches. 

Sum  of  two 
Inches. 

At  the  top  of  jaws... 
W  from  top. ......... 

0.876 
0.280 
0.187 
0.000 

0.000 
0.187 
0.876 
0.750 

0.875 
0.4«7 
0.668 
0.760 

v2  from  top 

Atbott(»n 

The  defects  of  this  breaker  were  that  the  movement  was  such  as  to  cause 
more  or  less  jrin^in^'  which  increased  the  wear  of  the  jaw  plates  and  the  per- 
centage of  fines  in  the  product.  Also  the  eye-bars  wore  in  a  short  time  so 
that  there  was  much  lost  motion. 

A  Buchanan  breaker  is  used  as  the  No.  1  breaker  in  Mill  90,  but  the  author 
is  unable  to  state  whether  it  is  of  the  old  or  new  type. 

§  32.  Details  of  Blake  Type  of  Breakers  from  the  Mills. — Table  9  gives  the 
details  of  breakers  of  the  Blake  type  used  in  the  mills  visited  by  the  author. 

It  will  be  seen  that  out  of  142  breakers  114  are  of  pitman  pattern  and  28  are 
of  lever  pattern,  and  that  out  of  136  breakers  116  are  with  solid  cast-iron  frame 
and  20  are  with  sectional  cast-iron  frame.  Two  columns  for  capacity  are  given. 
The  "Actual  Capacity"  is  the  work  the  machine  actually  does  during  24  hours. 
It  is  a  common  practice  to  work  the  breaker  for  only  one  shift  or  even  less  per 
day.  The  ^^stimated  Capacity"  is  the  work  it  is  capable  of  doing  if  worked 
constantly  24  hours  per  day.  A  breaker  with  jaw  opening  of  about  9X15  inches 
appears  to  be  much  the  commonest  size.     The  column  marked  '^et  or  Dry," 
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TABLE  9. — ^DETAILS  OF    BLAKE    TYPE  OP    BREAKERS    GATHERED  FROM  THE    MILLrS 

VISITED. 

Abbreviations.— 0.=8olid  cast-iron  frame;  Cap.scapacity;  Ratsestimated;  flrriz.=grl2sl7;  H.  P.sliors- 
power;  h..s  hoars;  In.sinchea;  L.=leyer  pattern;  Min.  =s minute:  P. = Finnan  pattern;  p.=per;  pickedsspoor 
reaidue  left  after  picking;  Rev. = revolutions;  8.s8eotional  bolted  frame. 


FeedSizai 


8. 


«©5 


8 
10 
18 
18 
16 
16 
17 
18 
19 
SO 
21 
88 
84 
86 
87 
88 
89 
80 
80 
81 
88 
88 
86 
87 


83 


1 
1 
1 
1 

1 
1 
1 
1 
1 
1 
1 
1 
1 
1 
1 
8 
1 
(a) 

(^, 

1 
1 
1 
1 
1 
8 
1 
8 
1 
8 
1 
8 
1 
8 
1 
8 
1 
8 
8 
1 
1 
1 
1 
1 
1 
1 
1 
1 
1 
1 
1 
1 
1 
8 
1 
1 
(d) 
1 
1 
1 
8 
8 
1 
1 
8 
1 


P.O. 
L.C. 
P.C. 
P.C. 
L.C. 
L.C. 
P.C. 
P.C. 
P.S. 
P.C. 
P.C. 
L.C. 
L.C. 
P.C. 
P.C. 
P.C. 
P.C. 
P.C. 
P.C. 
P.C. 
P.C. 
P.C. 
P.C. 
P.C. 
P.C. 
P.C. 
P.C. 
P.C. 
P.C. 
P.C. 
P.C. 
P.C. 
P.S. 
P.C. 
P.C. 
P.C. 
L.C. 
P.C. 
P.C. 

L. 
P.C. 
P.C. 
L.C. 
P.S. 
P.C. 
P.C. 
PS. 
P.C. 


P.S. 
P.S. 
P.C. 
P.C. 
P.C. 
P.C. 
P.C. 
P.C. 
P.C. 
P.C. 
P.C. 
P.C. 
P.C. 
P.C. 
P.C. 


ez8 

10x18 

6x8 

10x16 

6x10 

6x9 

6x9 

7x10 

9x11 

8x10 

7x10 

9x15 

9x15 

9x15 

9x15 

7x18 

8x10 

9x15 

9x15 

7x10 

9x15 

7x11 

7x18 

9x15 

10x20 

7x10 

9x15 

4x10 

9x15 

7x10 

9x15 

7x10 

84x86 

17x84 

14x88 

18x20 

18x84 

9x15 

18x80 

18x84 

8x15 

10x15 

9x15 

9x14 

8x18 

9x18 

9x18 

10x16 

9x15 

9x16 

18x16 

18x16 

9x15 

9x15 

7x9 

7x10 

8x12 

9x15 

7x12 

18x24 

18x84 

9x17 

9x15 

15x30 

(9) 
9x15 


450 
860 
600 
850 
850 
185 
400 
880 


Mine  ore. . 


'  over  \%  in.  eriz. . 
*  over  8  in.  firm 


50 
100-180 


185 
800 


Dry.. 
Wet.. 


$100 


800 


814 
180 
850 
850 
400 
840 
840 
8S0 
880 


800 
800 
350 
850 
875 
875 
850 
860 
190 
800 

84 
140 

84 
189 
108 
188 
216 
850 
800 
800 
840 
8.50 
800 
800 
860 


195 
195 
850 
800 
880 
880 
858 
850 


2T0 
870 
870 
800 
870 
876 


;|  picked 

**  picked 

"  over  1^  In.  griz. . 


PO 

80 

87^^40 


ISO 

800 

118-180 


Dry.. 
Wet. 
Wet.. 


(c) 
None.. 


95 


"  picked 

"  overlain,  {friz.. 


i^lected  ahippiui?  ore 

Mine  ore  picked,  over  \\i  in.  crriz . 

"    »» picked :....:.... 

"      "  over  1H  in.  fcriz 


100 
40-SO 
100 
109 

90 

80 
100 
850 


8(K) 


*'  over  IH  in.  griz  , 


"      ♦•  over  1  in.  griz 

(Jc)  On  No.  1  tronunel  1^  Inches. 

Mine  ore 

{k)  On  No.  1  trommel,  8^  Inches. 

Mine  ore 

{k\  On  No.  1  trommel,  80  mm . . . . 

Mmeore 

(k)  On  No.  1  trommel,  %  inch. . . . 

Mine  ore,  over  8U  in.  griz 

ik) On  No.  2  grizzly,  9^  inches.. . . 
Mine  ore  over  4  in.  griz 

"      '*  over  4  in.  griz 

Masa  copper  rock  (m) 

From  No.  1  breaker 

Copper  rock  (m) 

Mine  ore  over  4  in.  griz 

"      "  over  4  In.  griz 


over  8 in.  griz... 
over 8 In.  griz... 
over  lU  In.  griz. 

overgiiz 

over  \%\n.  griz. 
p8In. 


.griz. 


over 
(n)  On  trommel 
Mine  ore 


overlain,  griz., 
over  8  m.  gnz... 
over  8  in.  griz. 
over  8  In.  griz. 


iliSiff!': 


Mine  ore , 

Product  of  No.  1  breaker. , 
**       '' No.  8 breaker.. 

Mine  ore , 

"      "  over  1^  in.  griz. , 

Mine  ore , 


8 
1 
8 
1 
18 

4 
5 

4 


^ 


1^ 


800 

850 

75 

60 


800 


850 


800 
80 
800 


480 


50 

15 

80 

84 

15 
116 
110 

48 
100 

75 

75 

48 
underSO 


75 


125 
75 
185 
185 


80 


Dry.. 
Wet.. 


140 
185 
150 


880 
850 


400 
100 
400 
100 


ISO 
73 


60 

aoo* 


100 


800 
800 
150 


800 


Wet... 
Dry . . . 
Wet... 
Dry... 


$155 


Dry.. 
Dry.. 
Wet.. 
Dry.. 
Wet. 
Dry.. 


None.. 


Dry. 


Wet. 
Wet.. 
Wet.. 
Wet.. 
Dry.. 
Dry.. 
Dry.. 
Dry.. 
Dry.. 
Dry.. 
Dry.. 
D17.. 
Dry.. 
Dry.. 
Dry.. 
Dry.. 
Wet.. 
Dry.. 
Dry,. 
Dry.. 
Dry.. 
Dry.. 
Dry.. 
Dry.. 
Dry.. 
Dry.. 
Pry.. 
Wet.. 
Wet.. 


Dry.. 
Dry.. 
Wet.. 
Dry.. 
Dry.. 
Dry.. 
Dry.. 
Dry.. 
Dry.. 
Wet- 


None.  . 
None.. 
Small. 
Small. 


(e) 


(P) 
(/) 


ig) 

ISO* 


(r) 


None.. 


16 


<a)  For  shipping  ore. 
Sampler,    (e)ujdaysa 


(6)  For  concentrating  ore.  (c)  Rubber  "pi 
▼ear.  (/)  Less  than  $80  per  breaker  per  jrear. 
Jttfo  •       •  •  •  .    ^    - 


times  breaks.    (M  Babbitt  for  bearings.    Jaw  springs. 


.  cost  88.60  each,  last  8-4  weeks,    (d) 

^  _.  , V)  Very  hard  ore,  so  that  pitman  some- 

(i)  Product  of  No.  1  breaker,  picked;  also  stuff  through 


iu  inch  grizzly  oh  ^  inch  grizzly,  picked,    (k)  Throufi^  No.  1  breaker,    (m)  Over  8^  inch  grizdy  and  from  fall 
(n)  Through  (Tomet  breaker,  8  inches,    (p)  Babbitt  once  In  8  years,  nothing  else,    (g)  This  is  a  Duplex 


hammer.    ,      _        ^ 

breaker  with  each  mouth  6x20  inches. 


(r)  Babbitt  bearings  annually,  cost  $10. 


§  33 


PRELIMINARY  CRUSHING, 


25 


indicates  whether  water  is  or  is  not  fed  with  the  ore.    This  question  is  discussed 
later  in  §  56. 

§  33.  Wear  of  Blake  Breakers. — Table  10  has  been  constructed  to  show  the 


Saklfl  JTlncb^  tOQt 


FIG.    14. — NEW  BUCHANAN  BREAKER. 

wear  of  metal  in  Blake  breakers.  Four  columns,  gross  and  net  wear,  and  gross 
and  net  cost  per  ton,  have  been  computed.  The  gross  wear  is  found  by  dividing 
the  weight  of  the  new  piece,  for  example,  a  jaw  plate,  by  the  number  of  tons  it 
crushes,  called  its  life  in  tons.  In  computing  net  wear,  however,  the  weight  of 
the  worn-out  piece  is  subtracted  from  its  weight  when  new  before  dividing  by  the 
life  in  tons  crushed.  The  gross  cost  is  found  by  dividing  the  cost  of  the  piece 
by  the  number  of  tons  it  crushes  before  being  worn  out.  In  computing  the  net 
cost  per  ton,  the  value  of  the  worn-out  piece  is  substracted  from  its  cost  when 
new,  before  dividing.  The  cost  of  changing  jaw  plates  should  be  included  as 
part  of  the  original  cost  in  computing  the  cost  of  the  plates.  The  reader  is 
referred  to  §  53,  under  spindle  breakers,  where  the  importance  of  this  item  is 
fully  demonstrated. 

(&)       JAW  BREAKERS  WITH  EQUAL  MOTION  ON  THE  COARSE  AND  FINE  LUMPS. 

§  34.  The  Western  Wheeled  Scraper  Co,  advertise  a  breaker  with  cast-iron 
frame,  fixed  jaw  and  movable  jaw.  In  this  machine,  the  movable  jaw  is  mounted 
upon  a  frame  running  upon  rollers.  The  frame  and  movable  jaw  are  pushed 
forward  twice  each  revolution  of  the  fly-wheel  a  distance  of  about  0.4  inch,  by 
an  elliptical  cam  acting  upon  a  roller  tappet;  the  jaw  is  returned  in  the  usual 
way  by  rod  and  rubber  spring. 

§  35.  The  Forster  Breaker,  made  by  Totten  &  Hogg  (see  Fig.  15),  has  oscil- 
lating about  a  vertical  pin  L,  a  horizontal  lever  A  N,  with  its  long  arm  about 
seven  times  the  length  of  the  short  one  on  the  center  line,  or  4.7  times  the  dis- 
tance from  the  pin  L  to  the  lateral  edges  of  the  jaw  plates.  The  power  is  applied 
by  the  belt  pulley,  D,  the  eccentric  H,  and  the  horizontal  connecting  rod  C^,  to 
the  end  of  the  lever  arm  A,  This  requires  a  ball  and  socket  joint  at  0;  and  in 
addition  the  eccentric  strap  has  a  lateral  motion  on  the  eccentric.  The  movable 
jaw  N  is  placed  across  the  end  of  the  short  arm  and  oscillates  sidewise  in  front 
of  the  fix^  jaw  plate  B.    The  motion  given  is  of  the  same  amount  and.  kind  at 
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§  35 


TABLE  10. — WEAR  FOR  BLAKE  BREAKERS. 

AbbreviatloDB.— B.=braas;  Ch.  C.  L=chille(i  cast  iron;  Ch.  F.  I.-chiUed  fraokUDite  iron;  Gh.  L=cliil]ed 
Iron;  Chr.  S.=chroine  steel;  C  L=castiron;  p.  M.  S.=caBt  maDganesesceel;  C.  P.=cheek  pUtes;  C.  S.scast 
steel;  L=iron;  J.  P.=J«w  plates;  lb.=pouDd;  M.=movable  Jaw  plates;  Ma.  8.=machjDery  steel;  M.  C.  L= 
malleable  cast  iron;  M.  S.-^manfcanese  steel;  S.=steel;  8.  C.  I.=soit  cast  iron;  S.  L=softiron:  SL^stationarr 
jaw  plate;  T.=toggle;  T.  B.=toggle  bearini?;  Wh.  L=white  iron;  W.  I.=wrought  iron;  W.  S.=wrought  steel; 
yrB.=year8. 


Mill 
No. 

\^ 

|l 

Material. 

Total  Weight. 
Pounds. 

Life. 

Wear  per  ton. 
Pounds. 

Cost  per  ton. 
Centa. 

New. 

Old. 

Days, 

Tons. 

Gross. 

Net. 

Gross. 

Net 

10 

1 
1 

1 
1 

1 
1 
1 

1 
1 

1 

1 

W2 

(0 

(fc) 
1 

1 

1 
8 

1 
8 

1 

8 

1 

2 

J.  P. 
2  J.  P. 
2  0.  P. 
2T. 
4T.B. 
J.  P. 
J.  P. 
C.P. 
J.  P. 
C.P. 
J.  P. 
2  J.  P. 
2  C.P. 
2T. 
4T.  B. 
2  J.  P. 
8  0.  P. 
2  J.  P. 
2C.P. 
2T. 
4T.B. 
2  J.  P. 
2C.  P. 
2T. 
4T.B. 
2  J.  P. 
2  0.  P. 
T. 

T.B. 
J.  P. 
C.P. 
T. 

T.B. 
8  J.  P. 
C.P. 
2  J.  P. 
2  J.  P. 
2  C.P. 
T. 

T.B. 
2  J.  P. 
2  0.  P. 
2T. 
4T.B. 
2  J.  P. 
2  J.  P. 
2  J.  P. 
2  J.  P. 
2  J.  P. 
2  C.P. 
2T. 
4  T.B. 
2  J.  P. 
2  C.P. 
2T. 
4T.B. 

2  J.  P. 

2C.P. 
2T. 
4  T.  B. 

2  J.  P. 

2  C.P. 
8  '\ 

Ch.L 
•* 

u 

0.8. 

M 
l» 

0.  M.  8.  (c) 
C.I. 

W.aorL 
Chr.  8. 

t» 

Ch.L 
C.L 

C.8. 
Oh.L 

41 

Chr.  8. 
C.L 

W.L 
Ch.L 

C.L 

It 

Ch.L 

t» 
CI. 

M.C.L 
S. 

Oh.  L 
0.L 
Ch.I. 
M.S. 
C.L 
Oh.  L 
0.8. 
*t 

M.& 

i» 

I. 
M.S. 

i4 

L 

M.  8. 

1  Ch.  L  f 

Ca.  L 

»i 

(«) 
15' 

6!8 

0.8 
0.8 

10 
800 
800 
150 
800 

IS 
1ft 

988 
SO 

104 
80 

900 
40 

100 
78 

10,000 
10,000 
6,000 
10,000 

0.0988 
0.006 
0.0208 
0.008 

0.00628 
0.001 
0.0008 
0.0008 

0.266 
0.0187 
0.079 
0.18 

0.188 

0.0105 

0.068 

12 
12 

16 

^ 

17 

18 

SO 

200 

76 

"k" 

4 

6 

18.1 
10 

0.8 
0.6 
0.6 
0.6 
0.4 
0.4 

o1 

180 
(d) 

10,000 
(e) 

0.08 

0.0125 

144 
80 

800 
40 

21 
U 

280 
90 
640 
150 

no 

'"iTO" 
140 
108 

8,800 
6.400 
8,260 
10,000 
4,860 

0.0676 

0.0140 

0.166 

0.016 

0.086 

dbeis' 

0.0015 
0.0004 

1.06 
0.14 
0.64 
0.041 
0.067 

oiw* 

0.080 
0.061 

25 
87 

416 
78 

184 
60 

600 

140 

868 
60 
90 
82 
800 
110 

6 

0 

800 
160 
560 
800 
48 
70 

27,000 
14,400 
49,600 
27,000 
8,880 
6,600 

0.016 

0.0068 

0.0U28 

0.0088 

0.179 

0.025 

0.0084 

0.0011 

0.0009 

O.OOIO 

0.0S8 

0.0064 

0.054 

0.018 

0.0095 

O.OOTS 

1.07 

0.047 

0.016 

0.0086 

0.0071 

1.07 

W 

0 
0 
0 
0 

****** 

89 

800 

0) 

80 
81 

400     * 

8fi0 

800 

800 
260 
150 

n 

1 

210 

21 

21 

860 

180 

14 

14 

21 

16 

80 

70 

45 

85 

70 

90 

180 

120 

126 

90 

180 

180 

56 

14 

16 

120 

180 

80 

16 
225 

26,000 
4,800 
4,800 
78,000 
89,000 
8,500 
8.500 
6,000 
4,000 
8,000 

0.016 
0.078 
0.048 

0.004 
0.021 
0.010 

0064 
0.888 
0.187 

0.068 
0.289 
0.168 

88 

400 

4 
4 
4 
10 

.1 

0.114 

0.467 



88 

150 

72 

1,080 

270 

M.  500,  St.  515 

M.  180,  St.  205 

166 

u 

0.085 
0.018 
0.186 

0.100 
0.180 

88 

80 

11,875 

0.069 

89 

40 

450 
140 

1?* 

21,000 

27,000 

54,000 

86,000 

8,780 

2,700 

6,400 

8,600 

20,000 

6,000 

6,000 

86.000 

86,000 

0.040 
0.006 

0.014 
0.001 

0.38 
0.061 



84 
240 
60 

15 

0.008 
0.063 
0.028 

0.0037 

0035 

0.60 

0.28 

40 

180 
60 

56 
j     M.  884 
1     St.  428      ■ 
160 

118 

64 
j     BL  1S2 
1     St.  150 

66 

80 

0.016 

0.0406 

0.168 

0.027 

0.008 

t.«>18 

41 

840) 
880r 
140 

\\ 

1 

0.004 
0.018 
0.0033 

0.487 
0.78 
0.18 
0.014 

6.68" 
0.108 

41 

1161 
60 

4« 

(a)  |15.20  per  set,  (6)  For  years,  (c)  These  are  pin  plates  with  pins  of  tool  steel  which  are  set  in  U-inch 
drilled  holes  and  are  spaced  H  inch  apart,  (d)  180  to  880  days,  (e)  10,000  to  20,000  tons.  (/)  Several  years, 
(o)  1  to  180  days;  break  and  cue.  (A)  Used  only  in  case  of  emerf^ency.  (i)  For  shipping  ore.  (/)  8^  cents  at 
Chicago;  5.4  cents  at  mill    (k)  For  concentrating  ore;  used  only  in  case  of  emergency.  If)  Slight  loss. 
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TABLE  10. — WEAR  FOR  BLAKE  BREAKERS. — Concluded. 


, 

^ 

TowJ  Weight, 

11 

U'o 

Wear  per  too.  Cost  per  too. 

XU) 

|£ 

1^ 

Material 

Pi>uiidft. 

Pounds.            Cents. 

Ne*. 

OIJ. 

Days. 

Tons. 

OroKH. 

Net.  I  Gross. 

Net. 

4T 

1 
8 
1 
8 

1 

4T  a 

8  J.  p. 
8  J.  P. 
8  J.  P. 
8  J.  P. 

8  J.  P. 

Ch.L 
Ch.  F.  L 

Ch.  I. 

40 

225 

1 

44 

44 

v^v^y..'.'.''.'. 

¥i 

8,800 

1,900 

i  M.  8,185 

1  St.  1,100 

900 

800 

il20 

1270 

46 

1,500 
900 

f» 

% 

47 

8 

8 
1 

8C.P. 
8T. 

8  J.  P. 

8C.P. 
8T. 

J.  P. 

8C.P. 
8T. 
8  J.  P. 

C.  L 
Ch.I. 

C.  L 
Ch.I. 

C.I. 
Ch.  F.  L 

482 

406 

j     M.  810 

St.  880 

000 

248 

j     M.  780 

1     St.  840 

884 

882 

(m) 

800 

***896 
280 
20O 
240 
800 
700 
20O 

8 
8 

8 

8 
8 

H 

90 

600 

t   90 

60 

600 

)120 

{280 

90 

600 

(n) 

4a 



47 

48 

M 

1 
1 

2  J.  P. 

2C.P. 
8T. 
4T.B. 
8  J.  P. 

Chr.S. 
Ch.  I. 

780 

180 
150 

800 

6 

6 
8 
6 

4 

0 

0 
0 
0 

>M.120 
>St.  90 

6,000^ 
4,500^ 

0.148 

0.066 

0.867 

0807 

Wi 

457 

800 

865 

5,475 

0.088 

0.089 

0.88 

0.861 

8C.P. 

112 

6 

865 

6,475 

0.020 

0.108 

1 

8T. 
4T.B. 
8  J.  P. 

'ST 

800 

cVi.* 

670 

'■'oo* 

•■*4" 

in 

» 

6,r>oo 

0.096 

6.058 

0.88 

0.S2 

2C.P. 

870 

800 

5 

li? 

800 

6,000 

0.112 

0.078 

0.58 

0.48 

'  cn»r.  s: 

) 

10 

0 

60 

1,440 

0.806 

0.209 

8.08 

8.08 

82 

1 

8  J.  P. 

V           441 

140 

•  10 

0 

45 

980 

0.4.'i0 

0.807 

4.50 

4.60 

Wh.  I. 

\ 

0 

80 

720 

0.612 

0.418 

1.58 

1.68 

8C.P. 

s. 

82 

41 

1]l2 

0 

180 

4,.%i0 

0.019 

0.009 

0.218 

0.818 

8T. 

c.s. 

95 

80 

3l2 

0 

866 

8,760 

0.011 

0.002 

0.088 

0.088 

4T.B. 

8. 

40 

85 

9 

0 

365 

8.780 

0.004 

0.001 

0.041 

0.041 

(M.S. 

10 

0.86 

IM 

12,000 

0.039 

0.027 

0.89 

0.80 

M 

1 

2  J.  P. 

\  Chr.  S. 
/Ch.I. 

488 

140 

\  8 

0.85 

65 

7,600 

0.062 

0.044 

0.50 

0.49 

5 

2 

26 

8.000 

0.168 

0.109 

0.78 

0.80 

(M.  S. 

10 

0.35 

180 

16,000 

0.006 

0.001 

0.080 

0.088 

8C.P. 

\  iThr.  8. 

90 

78 

•    8 

0.85 

78 

9,000 

0.010 

0008 

O.OSO 

0.077 

ICh.  I. 

8 

2 

21 

2,250 

0.040 

0.008 

0.84 

0.180 

8T. 

S.  I. 

130 

120 

6 

2 

620 

72,000 

0.002 

0.0001 

0.011 

0.0075 

4T.B. 

Ma.  S. 

88 

48 

10 

0 

620 

78,000 

0.001 

0.0003 

0.009 

0.009 

88 

1 

2  J.  P. 

Chr.  8 

M.  440,  St.  350 

400 

(9)7 

1^ 

180 

7,800 

0.101 

0.076 

0918 

0.836 

8C.P. 

Ch.  I. 

144 

70 

(r)8U 

^ 

180 

7,«00 

0  018 

0.009 

0.074 

0.000 

8T. 

C.S. 

122 

100 

{•)Sl 

^ 

180 

7,800 

0.016 

0.008 

0.094 

0.087 

4T.B. 

». 

80 

82 

(•)^ 

LZ 

180 

7,800 

0.008 

0.004 

0.046 

0.044 

(«)62 

84 

8 

2  J.  P. 

Ch.i. 

800 

500 

4 

'  ^ 

58 

2,000 

0.400 

0.150 

1.600 

1.418 

2C.P. 

»» 

100 

40 

4 

'  'l 

84 

8,000 

0.088 

0.020 

0.188 

0.188 

8T. 

CI. 

100 

60 

8 

'  V 

386 

18,000 

0.0076 

0.008 

0.088 

0.019 

4T.B. 

W.I. 

100 

80 

6 

0 

865 

18,000 

0.0076 

0.0015    0.088 

0.088 

88 

1 
(r) 

1 

J.  P. 
8  J.  P. 
8C.P. 

8  J.  P. 

Ch.I. 

j  Chr.  8. 
ICh.  I. 

(u) 
270 

87 

200 
80 

160 
40 

300 

8 
8 

4 

^ 

87 

120 
80 

16,000 
10,000 

0.026 
0.040 

0.007 
0.010 

1  8 

H 

0.88 

0.80 

8C.P. 

\  Chr.  8. 
ICh.  I. 

[            80 

60 

i 

180 
120 

22,500 
15,000 

0.004 
0.005 

0.001 
0.001 

1   8 

H 

0.048 

0.041 

T. 

8.  C.  I. 

1 
1 

T.B. 
J.  P. 
8  J.  P. 

W.I. 
Ch.  I. 
Ch.  C.  I. 

88 

89 

1,880 

2^ 

18 

f- 

^ 

900 

112.500    0.011 



0.08 

8 
8 

1 

C.P. 
T. 

T.B. 
J.  P. 
J.  P. 
8  J.  P. 

Wh.1. 

B. 

Ch.C.L 
kk       tk 

Ch.  I. 

7 

900 

112.500 

89 

1 ' 

89 

1 1.     .   . 

90 

(V) 

2,000 

0.171 

0.856 

98 

1 
1 

J.  P. 
J.  P. 

»• 

98 

'(t) :::::::: 

26 

8.666 

6.1^    1 

(m)  8,700  to  8,000  pounds  for  an  18x84-inch  breaker  and  1,800  for  an  8z15-inch.  (n)  100  to  150  days,  (o)  Over 
10  years.  ( p)  Material  now  used,  iq)  Plus  2  cents  freifcht.  (r)  Plus  ^  cent  freight.  {»)  Plus  IH  cents  freight. 
it)  The  data,  fbr  this  is  Just  the  same  as  for  Mill  68,  breaker  No.  1.  (u)  100  to  125  days,  (v)  Sampler,  (w)  660  to 
780  pounds,    (x)  One  weighs  185,  the  other  200  pounds. 
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the  top  and  bottom  at  any  one  vertical  section  of  the  mouth  and  throat,  but  it 
varies  greatly  in  both  respects  between  the  sides  and  the  middle  of  the  jaws. 

In  Mill  67,  a  Forster  breaker  is  used  for  dry  crushing  mine  ore  preparatory 
to  stamping.  Its  mouth  is  12X24  inches  and  it  crushes  to  1^  inches  running  at 
200  revolutions  per  minute.     Its  actual  stint  is  40  to  60  tons  per  day  of  10  hours. 


FIG.    15. — PLAN   OF   FORSTER   BREAKER. 

equal  to  96  to  144  tons  per  24  hours.  It  uses  12  indicated  horse  power.  Its 
maximum  capacity  is,  however,  somewhat  higher  than  the  above  figure.  Mill 
67  substitutes  for  the  single  jaw  plates  usually  furnished,  soft  back  pieces  of  cast 
iron,  containing  the  dovetail  sockets  into  which  are  slipped  the  dovetails  of  the 
little  blocks  which  form  the  wearing  surfaces.  These  blocks  are  of  manganese 
iron  and  are  eight  in  number  for  the  movable,  and  ten  for  the  stationary  jaw. 
The  wear  of  these  blocks  is  shown  in  Table  11. 


TABLE  11. — WEAR  FOR  FORSTER  BREAKER  IN  MILL  67. 

Abbreviations.— Lbs.  rr.  pounds ;  Cts.  =cen  ts. 


Wearing  Furt 


Morable  Jaw  Plates. . . 
Stationary  Jaw  Plates. 


MatariiO. 


Manganese  iron. . 
Manganese  iron . . 


SI 


Lbs. 
540 
600 


|5 


Lbs. 
840 
SSO 


i-i 


CtB. 

8 
8 


^1 


cts. 
0.6 
0.6 


Life. 


D.J.. 

16 


Tons. 
820 


Lbs. 
0.658 
0.609 


It 

u 


Lbs. 
0.844 
0.210 


Cts. 
1.96 
1.89 


Cts. 
1.73 
1.6<) 


§  36.  The  Blake  Multiple  Jaw  Breaker  (see  Fig.  16)  belongs  to  class  (6).  In 
this  machine  three  pairs  of  jaws,  I,  J,  J,  J,  30  inches  wide,  are  caused  to  approach 
one  another  by  the  toggles  0,  0,  and  are  caused  to  recede  from  each  other  by 
rods  and  springs. 

(c)      JAW  BREAKERS  HAVING  THE  GREATEST  MOVEMENT  ON  THE  LARGEST  LUMP^ 
WITH   THE    SWING    JAW    PIVOTED   BELOW. 

§37.  The  Dodge  Breaker,  invented  by  M.  B.  Dodge,  and  now  manufactured 
in  an  improved  form  by  Parke  &  Lacy  Co.,  is  shown  in  Figs.  17  and  18.     It 
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consists  of  a  solid  cast-iron  frame  2,  carrying  boxes  for  the  fulcrum  pin  4  and 


^4.     I  «     .»!, 


&^::fl. 


8edB,M  inch  si  foot 


PIQ.  16. — SECTION  OP  THE  BLAKE  MULTIPLE- J  AW  BRKAKKB. 


FIO.   17. — PERSPECTIVE  OP  THE  DODGE   BREAKER. 

the  eccentric  shaft  8.     Bolted  to  this  frame  is  the  fixed  jaw  plate  3.     The  mova- 
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ble  jaw  1',  to  which  is  bolted  the  jaw  plate  3',  oscillates  upon  the  fulcrum  pin  4 
and  the  lost  motion  in  the  pin  and  boxes  is  taken  up  by  the  springs  14.  The 
operation  depends  upon  the  use  of  the  powerful  lever  1,  of  which  1"  is  the  long 
arm  and  1'  is  the  short  arm.  This  lever  consists  of  a  web  strengthened  by  heavy 
flanges.  The  upward  or  crushing  movement  is  imparted  to  the  long  arm  of  the 
lever  by  an  eccentric  8,  acting  through  a  connecting  rod  7  and  the  bearing  on 
the  head  of  7.  Projecting  pins  7'  which  are  a  part  of  7,  are  connected  to  the  long 
arm  by  connections  and  springs  15,  thus  providing  for  the  return  movement  of 
the  long  arm  and  also  to  take  up  lost  motion.  The  cap  of  the  connecting  rod  is 
provided  with  springs  to  take  up  the  wear  of  the  eccentric.  The  width  of 
opening  at  the  throat  is  adjusted  to  take  up  for  wear  by  removing  plates  16  from 
front  to  back  of  the  fulcrum  boxes  at  the  same  time  setting  up  the  set  screw  6. 
Power  is  applied  by  a  belt  on  the  pulley  10.  The  machine  consumes  power  in 
crushing  rock  for  a  little  less  than  half  a  revolution  and  absorbs  power  in  the 
fly-wheel  for  the  remainder.  It  is  therefore  an  intermittent  machine. 
The  sizes  in  which  the  machine  is  made  are  given  in  Table  12. 

TABLE    12. — SIZES   OF   DODGE   BREAKER.    (From  Fku-ke  &  Lacy  Catalogue.) 


No. 

Mouth  Rise. 
Inches. 

Capacity  p*»r 
84Houni.    tona. 

Size  of  Pulley. 
Inches. 

ReYolutiona 
per  minute. 

Horne  power 

Weljrht 
Vounda. 

1 
% 

8 

«x6 
7x8 
8x18 

84  to  48 
72to  M 
96  to  144 

18x6 
18x8 

94x8 

860 
800 

850 

8 
6 

7 

1,200 
2,800 
4,600 

FIG.    18. — SECTION  OF  THE  DODGE  BREAKER. 


TABLE  13. — DETAILS  OF  DODGE  TYPE  OF  BREAKERS  GATHERED  FROM  MILLS  VISITED. 

AbbreYiatioos.  —  C.= solid  cast-iron  frame;  cap.scapacity;  Est.sestimated;  gris.=5riz2ly;  H.  P.=-horae 
power;  h.= hours;   in. = inches;  L. clever  pattern;  min.s minute;  P. = pitman  pattern;  Rev. = revolutions. 


P.  (a) 

L. 

L. 
L.  C. 

if) 


I" 


8x16 
11x15 
8x16 
6x- 
8x80 


886 
214 
190 
260 
840 


Feed  an. 


Mine  ore  oyer  1  in.  grtz. 

(c) 
Mine  ore  on  1^  In.  gris- 
Run  of  mine. 

ig) 


III 


2on 

80-60 
60-70 

80 

80 


240 

160-m 


188 


Dry. 

S2- 

Dry. 
Dry. 
Dry. 


Repairs 
besides  wear- 
ing parts. 


% 


$60 


]S^ 


85 

(«)16 

18 

6 


(a>  Made  by  S.  R.  Krom.       , ^ ._     _ 

box  friands  on  jaw  shaft;  rod  breaks  every  8  months;  spring  breaks  everv  6  months. 


(b)  Broken  2  laws  in  8  years:  put  in  8  jaw  shafts;  used  8  sets  cast-steel  stuffing 

breaks  every  8  months;  spring  breaks  every  6  months,    (c)  Throufrh  Oomet  V^  in. 

id)  Trunnion  blocks  last  8  years;  miscellaneous  bolts,    (e)  This  is  the  result  of  actual 

made  by  Becker  Foundij  and  Machine  Co.;  this  breaker 

fo.l  trommel^  in. 


onNo.1  trommel  ]>iin,  ^       

measurement.    (/)  Buchanan  iirrAnulator;  split  Jaw;  made  by  Becker  Foundij  and  Machine  Co. 
chokes  if  over-fed.    (a)  Through  No.  1  breaker  oo  Nr  ' 
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S.  R  Krom  makes  a  breaker  of  this  class  (see  Pig.  19),  in  which  the  lever 
is  replaced  by  pitman  and  toggles.  The  Colorado  Iron  Works  Co.  makes  a  modi- 
fied Dodge  breaker  which  they  call  the  "Black  Hawk." 


FIG.  19. — SECTION  OF  KROM's  STANDARD  ROCK  BREAKER. 


§  38.  Sizes  and  Wearing  Parts  of  Dodge  Breakers. — Tables  13  and  14  show 
the  data  obtained  on  the  Dodge  type  of  breakers  from  the  mills  visited.  The 
general  explanations  of  Tables  9  and  10  (Blake  type  of  breakers),  in  §  32  and 
§  33,  also  apply  here. 

TABLE  14. — WEAR  OF  DODOE  BREAKERS. 

AbbrerlatloDA.— Ch.  Ischilled  iron;  C.  I. = cast  iron;  C.  P.=cheek  plates;  C.  8.=cast  itoel:  F.  8.sforged 
steel:  H.  8.= hammered  steel;  J.  P. = Jaw  plates;  Ib.^pound;  M.  S.=:mangaiiese  steel;  No. ^number;  8.ssteel; 
8.  C.=steel  casting;  T.= toggles;  T.  B.= toggle  bearings;  W.  8. = wrought  steel. 


Mill 
No. 

Wear- 
ing 
Part. 

Mate- 
rial 

Total  Weight 
Pounds. 

Cost 
per  lb. 
New. 
Cents. 

Life. 

Wear  per  Ton. 
Pounds. 

Cost  per  Ton. 
Cents. 

New. 

Old. 

Days. 

Tons. 

Gross. 

Net. 

Gross. 

Net 

5U 

1 

» 

1 

1 
2 

2  J.  P. 

2ap. 

2T. 
4T.B. 

2  J.  P. 

2C.P. 

T. 

T.B. 
2  J.  P. 

2ap. 

T. 

T.B. 
J.  P. 
J.  P. 

W.8. 

CI. 
8.  C. 
8.  C. 
M.8. 

H:l 

C.8. 
None. 
None. 
M.8. 

a 

None. 
None. 
F.8. 
Ch.L 

j(a)BarJ4 
1  Plate,  65 

lOO 
80 

-      470 

114 

260 
60 

680  "■ 

10 
41 
40 

(c) 
(c) 

82 

86 

100 
40 

f  ^ 

8 

6 

(<i)10 
(d)10 

0 

0 

0 

0 

0.66 

0.66 

0.66 

0.66 

0 
0 

0 

1  ^ 

60 
75 
66 
85 
160 

866 

210 

12,000 
86,000 
12,000 
18,000 
6,000 
4,500 
8,900 
2,100 
9,000 

20,000 
12,600 

0.0008 

O.OOBl 

0.006 

0.006 

0.018 

0.104 

0.121 

0.224 

0.018 

0.0126 
0.0048 

0.0087 
0.0008 
0.001 

oloei" 

0.099 
0.186 
0.008 

0.0062 
0.0016 

0.068 

0.019 

0.0125 

0.044 

0.106 

1.00 

1.14 

1.84 

0.076 

(d)  0.126 
^d)  0.048 

0.068 

0.019 

0.0185 

0.044 

0.106 

1.08 

1.18 

1.81 

0.070 

(d)0.125 
(d)0.048 

90 

24 

1,900 

0.858 

1.790 

(a)  This  has  8  wrought  steel  bars  1x8x16  inches  and  a  top  plate  of  wrought  steel,  as  shown  in  Fig.  19. 
(5)  Bemoved  more  <tf ten  from  breaking  than  from  wear,    (c)  Loses  little.    (<i)  Plus  the  freight 

§  39.  The  Schranz  Breaker'*^  is  of  the  Dodge  type  and  has  a  movable  jaw 
with  cylindrical  surface,  as  shown  in  Fig.  20.     It  approaches  and  recedes  from 
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the  fixed  jaw  with  a  combined  rolling  and  sliding  motion.     Maurice  Bellom  com- 
mends it. 


-zm 


FIO.  20. — SECTION  OF  THE  SCIIRANZ  BREAKER. 


§  40.  Sturtevant  Roll  Jaw  Rocker  Breaker  and  Fine  Crusher,  made  by 
the  Sturtevant  Mill  Co. — ^This  machine  has  a  large  capacity  for  crushing  to  a 


FIG.  21. — STURTEVANT  BREAKER. 


small  size.     Its  description  is  as  follows:  (See  Fig.  21).     It  has  a  frame  1,  with 
a  fixed  jaw  2,  pivoted  at  3,  capable  of  receiving  slight  movement  at  4,  through 
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the  link  5,  the  pin  6,  the  spring  7,  the  opposing  wedges  8,  the  shims  9,  and  the 
adjusting  bolt  10.  These  connections  are  provided  to  furnish  two  classes  o£ 
movement:  (1)  The  spring  allows  the  jaws  to  open  in  case  a  hard  object  gets 
in.  (2)  The  adjusting  bolt^  wedges  and  shims  furnish  a  means  of  taking  up 
the  wear  on  the  jaw. 

Motion  is  conveyed  to  the  movable  jaw  through  the  several  parts  as  follows: 
Power  is  furnished  to  the  pulley  20,  which  is  bolted  to  the  fly-wheel  21,  and 
drives  the  pitman  18  by  the  eccentric  19,  causing  a  vertical  oscillation  to  the 
lever  17-16,  about  the  center  16.  This  in  turn,  through  the  pin  15,  imparts  mo- 
tion to  the  piece  11,  which  is  supported  by  the  pin  12,  the  link  13  and  the  pin 
14.  The  machine  is  a  toggle  machine  and  its  two  toggles  are  respectively  16-15 
and  23-15.  When  these  are  lined  up  by  the  rising  of  17,  it  causes  the  surface  23, 
which  is  a  cylinder  of  radius  23-15,  to  roll  from  below  upward  upon  the  surface 
22,  which  is  also  a  cylinder  with  radius  22-16,  crushing  all  the  particles  lying 
between  these  two  great  roll  surfaces.  In  the  meantime  the  two  surfaces  24  and 
25  approach  on  the  Dodge  principle,  the  greatest  movement  on  the  greatest  lump, 
and  break  the  large  lumps,  the  fragments  falling  into  the  space  between  22-23 
as  soon  as  the  lower  jaws  open  preparatory  to  the  next  fine  crushing  act. 

A  Quincy  granite  cobblestone  weighing  2.563  kilos,  measuring  4X5X5  inches 
approximately,  was  crushed  in  6  seconds  by  a  machine  with  jaws  5X10  inches  at 
the  mouth,  widening  to  JX20  inches  at  the  throat,  and  yielded:  On  3  mesh,* 
0.2% ;  through  3  on  4  mesh,  2.2% ;  through  4  on  8  mesh,  32.1% ;  through  8  on 
16  mesh,  24.5% ;  through  16  on  30  mesh,  14.8%  ;  through  30  on  60  mesh,  11.0% ; 
through  60  on  120  mesh,  7.5% ;  through  120  mesh,  7.7% ;  total,  100.0%. 

This  machine  is  only  just  coming  on  the  market  so  that  a  full  table  of  sizes  and 
capacities  is  not  to  be  had.     The  following  data  are  said  to  be  reliable: 

2X4  inches.     Laboratory  size. 

6X10  inches.  No  longer  made.  Crushed  from  40  to  70  tons  per  24  hours  from 
4-inch  cube  down  to  J-inch  when  running  at  250  revolutions  per  minute. 

6X16  inches.  Crushes  from  48  to  72  tons  per  24  hours  of  hard  granite  to 
J-inch,  and  half  the  product  will  pass  through  |-inch  hole.  Speed  is  250  revo- 
lutions per  minute,  requiring  about  15  horse  power.  The  frame  is  of  cast  iron 
and  weighs  6  tons. 

6X24  inches.  Crushes  96  tons  in  24  hours  of  granite  or  hard  quartz  to  J  inch, 
running  at  225  revolutions  per  minute.  It  uses  20  to  25  horse  power,  and  wei^is 
12  tons. 

For  the  crushing  of  samples  of  20  kilos  and  less  the  author  has  found  the 
smallest  size  very  efficient. 


GENERAL   REMARKS   ITPON   JAW   BREAKERS. 


There  are  two  lines  of  thought  along  which  discussion  may  be  profitable : 
(a)  A  comparison  of  the  Blake  type  with  the  Dodge  type  of  breakers. 
(6)  The  necessity  for  simplicity  of  action. 

§  41.  (a)  The  Comparison  of  the  Blake  and  Dodge  Type  op  Breakers. — 
Much  discussion  has  taken  place  over  the  question:  Should  the  swing  jaw  be 
pivoted  above  or  below  ?  As  a  contribution  to  the  discussion  the  author  submits 
Tables  15,  16,  17,  and  18. 

*  For  actual  alaes  of  these  screens,  see  Table  968. 
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TABLE  15. — MOVEMENTS  ON  THE  BLAKE  BREAKER  MADE  BY  THE  FARREL  FOUNDRY 

AND  MACHINE  CO.     (See  Fig.  22.) 


Number  of 
Breaker. 

Mouth  size. 
Inches. 

Distance 

ab- radius. 

Inches. 

Distance 

ac=radiuA. 

Inches. 

MoYeaient 

ate. 

Inches. 

MoYement 

atb. 

Inches. 

4 
10 

7x10 
0x15 
10x20 
18x80 

1 

M=0.36 
A=0.818 
X=0.818 
A=0.818 

.078 
.094 
.007 
.0H6 

TABLE   16. — MOVEMENTS  ON   THE  DODGE   BREAKER   MADE   BY   THE   PARKE   k   LAOT 

CO.     (See  Fig.  23.) 


Number  of 
Breaker. 

Mouth  Siae. 
Inches. 

Distance 

ab=  radius. 

Inches. 

Distance 

ac= radius. 

Inches. 

Movement 

atb. 

Inch*>ff. 

Movement 

ate. 

Inches. 

1 
9 

8 

0x6 
7x8 
8x18 

i 

F 

0.889 
0.897 
0.847 

1 
1 

TABLE  17. — MOVEMENTS  ON  THE  BLAKE   BREAKER  MADE   BY   GATES   IRON  WORKS. 


Mouth  Sixe. 
Inches. 

Movement  at  Mouth.* 
Inches. 

Movement  at  Throat.* 
Inches. 

4x10 
7x10 
9x16 

Bl 

m 

^  This  breaker  has  an  adjustment  for  regulating  the  amount  of  throw.    (See  1 18.) 


TABLE  18. — MOVEMENTS   ON    DODGE   BREAKER   MADE    BY   GATES   IRON   WORKS. 


Mouth  Size. 
Inches. 

Movement  at  Mouth. 
Inches. 

Movement  at  Throat. 
Inches. 

4x6 
6x8 
8x18 
10x15 

1 

i 

FIG.    22. 


FIG.    24. — HOPPER   ON 
DODGE    BREAKER. 


Mill  22  gives  movement  for  an  8X  16-inch  Krom  breaker  as  ^  inch  at  the 
mouth  and  |  inch  at  the  throat. 

A  7X  10-inch  Blake  and  a  7X8-inch  Dodge  have  in  common  a  gape  of  7  inches 
and  for  the  purpose  of  computation  may  both  be  treated  as  if  they  were  7X7-inch 
breakers^  crushing  1  seven-inch  cube  oif  sandstone  at  the  mouth  and  7  one-inch 
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cubes  of  sandstone  at  the  throat.  The  breaking  strength  of  sandstone  being 
taken  as  6,457  pounds  per  square  inch,  (see  Table  170),  the  7-inch  cube  will 
require  49X6,457=316,393  pounds,  and  the  7  one-inch  cubes  will  require  7X 
6,457=45,199  pounds,  respectively  to  crush  them.  The  movements  and  speed 
of  the  two  machines  are  taken  from  Tables  5,  12,  15  and  16,  and  are  as  follows: 

Blake.  Dodge. 

M<rFeineBt  at  mouth O.OTBIncb.  1        inch. 

Morement at  throat 0.95  inch.  0.897inch. 

ReTolutions  per  minute 875  800 

Then  the  total  movements  and  the  total  foot  pounds  of  work  per  minute  for 
each  when  treating  1  seven-inch  cube  at  the  mouth  and  7  one-inch  cubes  at  the 
throat  would  be  as  follows : 


Total  Forward  Movement 
per  Minute. 
Feet. 

Force  to 

Crush  Rock. 

Poonda. 

Foot  Pounds 

of  Work  per 

Minute. 

«K.^-   1  At  the  mouth.. 
™*"«-1  \t  the  throat... 
TVwi«..  J  At  the  mouth. . 
^^««1  At  the  throat... 

0.078x875^-12=  1.7« 
0.^5  X27a-Hls}=  6.78 
1.       x:300-i-12=25.00 
0.897x80(^-12=  «.»» 

818,898 
45,109 

816,898 
45,199 

506,848 

288,990 

7,909,826 

448,000 

From  which  it  appears  that  the  Dodge  breaker  is  working  at  17.64  times  the 

rate  at  the  mouth  that  it  is  at  the  throat    (    ].^  I  ,^   =17.64  ),  while  the 

V  448,600  / 

Blake  is  working  at  only  2.19  times  the  rate  at  the  mouth  that  it  is  at  the 
throat,   (^£?M^=2.19Y 

If  this  line  of  argument  is  correct,  a  machine  so  unevenly  loaded  as  the  Dodge 
cannot  fail  to  be  more  expensive  in  use  of  power  than  one  as  evenly  loaded  as 
the  Blake.  It  will  doubtless  be  argued  that  this  statement  is  not  fair,  because  the 
Dodge  breaks  the  piece  long  before  it  has  gone  its  1  inch.  This  is  true,  but  in 
reply  it  may  be  stated  that  while  it  was  breaking  the  rock,  it  was  doing  work  at 
the  above  computed  rate. 

Again,  let  us  assume  that  our  7-inch  cubes  actually  report  at  the  throat  at  the 
rate  of  7  one-inch  cubes  for  each  crushing  act  and  that  these  cubes,  and  no  more, 
are  crushed  fine  enough  to  drop  through  when  the  throat  opens,  then  it  will  take 
49  crushing  acts  at  the  throat  to  clear  away  what  one  crushing  act  does  at  the 
mouth.  In  other  words,  the  capacity  at  the  mouth  is  49  times  as  great  as  that 
at  the  throat.  Is  it  not  clear  then  that  the  Blake  method,  which  diminishes  the 
exertion  at  the  mouth  until  several  revolutions  are  often  taken  to  make  the  first 
break,  and  increases  it  at  the  throat,  is  more  in  harmony  with  the  demands  of 
the  operation  than  the  Dodge  method  which  multiplies  the  already  too  great  ca- 
pacity of  the  mouth,  and  diminishes  the  already  too  little  capacity  at  the  throat, 
thereby  tending  to  create  the  choking  effect  which  is  often  complained  of  in  run- 
ning Dodge  breakers.  In  Mill  26  on  an  11 X  15-inch  Dodge  breaker,  running  at 
214  revolutions  per  minute,  fed  with  rock  between  3  inches  and  1  inch  in  size, 
set  to  crush  to  1  inch  the  choking,  which  had  given  much  trouble,  was  stopped  by 
putting  in  a  hopper  of  the  form  shown  in  Fig.  24. 

This  difference  in  crushing  is  apparent  in  listening  to  the  two  machines.  The 
Dodge  breaker  snaps  the  lumps  apart  with  a  report  like  a  pistol  shot,  while  the 
Blake  works  more  quietly.  Another  evidence  of  the  momentary  high  power 
required  by  the  Dodge  is  the  massive  lever  arm  which  was  developed  from  the  fact 
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that  the  earlier  Dodge  breakers  gave  much  trouble  from  the  breaking  of  the 
lever  arm. 

The  commonly  expressed  comparison  between  the  two  machines  is  that  the 
Dodge  gives  a  more  even  product  while  the  Blake  has  a  larger  capacity.  This 
however,  could  hardly  be  true  with  machines  built  with  the  movements  quoted  in 
Tables  15  and  16,  but  it  is  true  with  those  quoted  in  Tables  17  and  18.  This 
common  conclupion  may  be  due  to  the  fact  that  the  Dodge  breakers  are  usually 
set  to  do  a  little  finer  work  than  the  Blake  breakers. 

There  seems  little  doubt  that  the  Dodge  gives  a  higher  percentage  of  fines  than 
the  Blake  with  the  same  movement  at  the  throat,  especially  when  run  at  nearly 
full  capacity.  This  may  be  accounted  for  by  the  fact  that  the  Dodge  is  putting 
in  more  work  at  the  mouth  than  is  needed  to  prepare  the  lumps  for  the  throat. 
This  excess  of  work  is  making  fines  and  the  machine  is  acting  under  the  con- 
ditions of  choked  crushing.  (See  §  97.)  The  choking  or  stopping  of  the  Dodge 
is  probably  due  to  this  excess  of  fines,  combined  with  the  large  movement  at  the 
mouth.  Each  machine  has  its  place,  however,  and  the  one  to  be  used  will  de- 
pend upon  the  special  conditions  of  each  case. 

§42.  (6)  Thb  Necessity  for  Simplicity  op  Action. — A  breaker  which 
mixes  two  kinds  of  action  in  handling  its  charge,  will  generally  be  found  to  be 
wasting  either  power  or  time  by  so  doing.  If,  for  example,  a  breaker  crashes 
the  coarser  lumps  in  one  part  of  the  jaw  by  pressure  and  in  another  by  grinding 
action,  either  the  pressure  is  better  than  the  grinding  or  the  grinding  better  than 
the  pressure.  Whichever  method  proves  best  for  that  lump,  it  would  be  economy 
of  power  to  treat  all  the  lumps  by  that  method. 

A  breaker  may  be  built  up  of  two  parts  which  work  upon  diflferent  principles. 
In  such  machines  the  first  or  upper  part  prepares  the  ore  for  the  second  or  lower 
part.  It  will  generally  be  found  that  the  first  part  has  a  vastly  greater  capacity 
than  the  second  and,  in  consequence,  it  is  either  clogged  with  ore  that  it  cannot 
discharge  into  the  second  part,  wasting  power  thereby,  or  it  must  be  underfed, 
and  so  wastes  time.  The  Sturtevant  roll  jaw  breaker  seems  to  overcome  this  ob- 
jection better  than  any  of  the  others,  as  the  portion  devoted  to  fine  crushing  has 
a  very  large  capacity,  probably  as  large  as  that  of  the  coarse  crushing  potion. 
The  widening  of  the  jaws  at  the  throat  is  made  to  contribute  toward  tlus  end. 

II. — ^Thb  Spindle  or  Oyratino  Bbsakebs. 

Of  these  machines  there  are  three  types : 

(a)  Those  which  have  the  greatest  movement  on  the  smallest  lump. 

(b)  Those  which  have  equf^l  movement  on  small  and  large  lumps. 

(c)  Thpse  which  have  the  greatest  movement  on  the  largest  lump. 

(a)    the  9PINDLE  BBEAEEBS  HAVINa  THE  GREATEST  MOVEMENT  ON  THE  SMALLEST 

LUMP. 

Examples  of  this  type  are :  The  Gates,  the  Comet  and  the  McCuUy  breakers. 

§  43.  The  Gates  Breaker  is  manufactured  by  the  Gates  Iron  Works,  in  the 
sizes  shown  in  Table  19.  It  consists  of  a  bottom  plate  1  (see  Pig.  25),  a  bottom 
shell  2,  including  the  chute  for  the  crushed  ore,  a  top  shell  3,  supporting  the  dies 
or  concaves  19,  which  are  of  chilled  cast  iron  or  steel,  a  three-armed  spider  6, 
furnishing  a  bearing  for  the  upper  end  of  the  spindle  25.  In  the  very  latest 
design  the- spider  has  but  two  arms.  The  bearing  is  cylindrical  and  the  spindle 
tapers  upward  at  the  angle  of  gyration.  These  parts  are  all  suitably  flanged, 
fitted  and  bolted  to  each  other  as  indicated  in  the  figure.  The  bottom  plate  1  is 
made  to  be  dropped,  for  ease  of  inspection  and  repair.    The  spindle  25,  with  a 


§  43 


PRELIMINARY  CRUSHINO. 


37 


shoe  or  crushing  head  18  of  chilled  cast  iron  or  steel,  standing  upon  th^  steel  step 
28  and  the  octagon  step  24  can  be  raised  and  lowered  by  the  lighted  screw  29 


FIG.  26. — SECTIONAL  PERSPECTIVE  VIEW  OF  GATES  BRFAKBR. 


1.  Bottom  plate. 

2.  Bottom  shelL 
8.  TopshelL 

4.  Bearing  cap. 

5.  Oil  ceUar  oapi 

6.  Spider. 

7.  Hopper. 

8.  Eccentric. 

9.  Bevel  wheeL 
10.  Wearing  ring. 


11.  Bevel  pinion. 

12.  Pulley. 

18.  Break-pin  huh. 
14.  Break-pin. 
16.  Oil  bonnet 

16.  Dust  ring. 

17.  Dust  cap. 

18.  Head. 

19.  Concaves. 

22.  Chilled  wearing  plates. 


24.  Octagon  stepi 

25.  Spindle. 

26.  Upper  ring  nntw 

27.  Lower  ring  nut 

28.  Steel  step. 

29.  Lighter  gcrew. 

80.  Lighter  screw  jam  nut. 

81.  Countershaft 
88.  OiUngohain. 


and  the  jam  nnt  30.    The  lower  end  of  this  spindle  is  a  journal  and  finds  a  hear- 
ing in  the  eccentric  hub  8  of  the  bevel  gear  9.     The  eccentric  hub  is  made  of 
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bni88  firmly  attached  to  the  gear ;  it  is  babbitted  inside  and  out  on  the  thick  side 
where  all  the  wear  comes.  \Vhile  the  interior  surface  of  the  hub  is  an  eccentric 
bearing  for  the  spindle  journal,  the  exterior  surface  is  a  journal  which  is  con- 
centric with  the  gear  and  finds  its  bearing  in  the  bottom  plate  1. 


TABLE   19. — ^DETAILS   OF  GATES   BREAKER.    (Taken  from  the  Catalogue.) 


1 

DimenskMMof 
fniC  opening. 

plinenslons  of 
ctmblDAd. 

III 

Capacity  per  84 
hour»    in    tons 
of  8,000  Dounds 
poMingSHiocb 
rlnir  according 
to  character  of 
rock. 

DImenslona 
of  driving 

2^- 
II  ^ 

Indicated   horse- 
power of  engine 
recommended  to 
drive  breaker, 
eleyator  and 
■creen.t 

1 

Diam- 
eter. 

Face. 

m 

8x4 

8x18 

8S0 

8 

s^ 

TOO 

1  to     \\i 

$100 

4x10 

4x80 

8,000 

48  to      06 

16 

6 

600 

4  '•      5 

875 

6xl8« 

6x86 

6,fi00 

96  *'     198 

80 

7 

475 

8  "    10 

680 

6x14 

6x48 

8,000 

144  *•     888 

94 

8 

460 

18  **    15 

760 

7x15 

7x45 

14,000 

840  '*     480 

28 

10 

495 

80  "    85 

1.80O 

8x18 

8x54 

81.000 

860  "     780 

88 

18 

400 

85  '*    80 

t,800 

10x80 

10x60 

80,000 

600  "     960 

86 

14 

8r5 

80  "    40 

a.fiOO 

11x84 

11x78 

40,000 

790  *'  1,440 

40 

16 

8S0 

40  **    60 

8,800 

^ 

14x80 

14x00 

61,000 

1,800  "  8.000 

44 

18 

8A0 

75-185 

5,000 

8 

18x48 

18x180 

00,000 

8,400   ''  8,G00 

48 

80 

850 

100  '•  150 

7.000 

*  The  Nos.  1  to  8  breakers  are  now  built  with  only  two  openings  in  which  case  the  slie  of  each  opening 
li  half  the  combined  openings,  that  is,  5X18.  6x8:.  7x83,  etc. 

tThis  is  a  general  figure.    For  fine  crushing  the  capacity  will  be  Ism  and  the  power  greater. 

The  beveled  gear  9  is  driven  by  the  bevel  pinion  11  on  the  shaft  31,  through 
the  break-pin  hub  13  and  the  cast-iron  break-pin  14,  by  the  pulley  13,  which  has 
a  loose  fit  on  the  hub  13.  The  speed  ratio  of  these  gears  is  usually  2^  to  1. 
In  Mills  60  and  61,  it  is  2  to  1.  Around  the  pinion  11  is  a  large  opening  for 
oiling  and  tending  the  machine. 

To  prevent  dust  from  injuring  the  bearings  and  gears,  an  oil  bonnet  15  and  a 
dust  ring  16,  both  of  ca.st  iron,  gyrate  with  the  hpindle  and  make  dust-tight 
joints  at  those  two  parts.  In  the  bonnet  15  is  placed  an  oil  hole.  The  oil  so 
fed  fills  the  spaces  down  to  the  step  28,  the  rotation  of  the  machine  now  causes 
MXL  upward  current  in  the  journals  of  the  eccentric  8  and  completes  the  circula- 
tion by  returning  in  the  vertical  tubes  shown,  of  which  there  are  four.  A  horizon- 
tal pipe  (not  shown)  leading  in  at  the  level  of  the  stop  28  serves  as  a  means  of 
pumping  in  oil  from  below  and  also  for  draining.  The  dust  cap  17  protects  the 
upper  bearing  of  the  spindle  from  dust.  If  the  oil  gets  thick  or  dirty,  it  may  be 
drained  out  from  the  drain  pipe,  and  hot  water  poured  into  the  oil  hole  in  the 
bonnet  15.  This  washes  out  the  oil  and  any  dirt  that  may  have  got  into  the 
bearings.    This  in  turn  is  replaced  by  fresh  oil  and  work  proceeds  as  usual. 

The  spindle  is  of  forged  steel  or  preferably  of  wrought  iron.  The  head  is  of 
chilled  iron,  with  soft  slats  cast  inside  for  ease  of  boring.  The  spindle  is  turned 
on  a  taper  to  fit  the  head,  which  is  driven  to  a  solid,  conical  fit.  The  lock-nut 
rings  26  and  27,  are  then  screwed  down  to  hold  the  head  in  placo.  The  head 
is  generally  made  with  fine  corrugations  while  the  concaves  are  smooth ;  sometimes 
both  are  smooth. 

There  are  twelve  dies  or  liners  6  (Fig.  26).  The  space  1,  behind  and  between 
Chem  is  run  with  zinc.  One  of  them,  15,  is  called  the  key  liner  and  is  rectangu- 
lar in  section ;  behind  it  in  the  top  shell  is  a  groove  2,  for  a  wed^e  to  drive  it 
inward  for  removal.  Aft^r  this  one  is  removed  the  rest  can  be  pried  oflf  one  at 
a  time.     The  ring  4  and  the  wederes  5  are  only  used  when  putting:  in  new  dies. 

When  it  becomes  necessary,  owing:  to  the  wear,  to  decrease  the  size  of  the 
opening,  the  spindle  25  and  head  18  are  raised  by  the  lighter  screw  29,  which 
lifts  the  octagon  step  24  and  is  hold  bv  the  jam  nut  30.  The  total  amount  of 
raise  possible  is  2  inches  on  the  Nos.  0  and  1  breakers ;  21  inches  on  Nos.  2,  3 
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and  4 ;  3  inches  on  Nos.  5  and  6,  and  3^  inches  on  Nos.  7^  and  8.  It  is  cus- 
tomary to  have  several  sets  of  dies  or  concaves  of  different  thickness.  A  new 
crusher  head  will  be  mated  with  a  thin  set  of  dies  and  when  the  head  and  dies 
wear  beyond  the  limit  of  the  lighter  screw  29,  the  spindle  is  restored  to  its  start- 
ing height,  and  either  a  thicker  set  of  dies  is  put  in,  or  the  same  set  of  dies  with 
a  narrower  key  die,  are    rdset  with  thicker  backing.    This  is  repeated  until  the 


FIO.    26. — DIES   OR   CONCAVES   FOR   THE   GATES    BREAKER. 

head  is  worn  out.  In  the  former  case,  three  sets,  in  the  latter,  two  sets  of  dies 
wear  out  a  head. 

Since  a  certain  point  in  the  top  of  the  spindle,  which  is  at  the  fulcrum,  has 
no  motion  of  translation,  while  a  point  in  the  lower  end  of  the  spindle  gyrates 
in  a  circle,  it  follows  that  the  axis  of  the  spindle  describes  in  its  gyrations  a 
very  acute  cone.  Half  the  apex  angle  of  this  cone  will  be  called  the  angle  o£ 
g}Tation,  and  is  shown  in  Fig.  25.     This  angle  is  about  1 :  100  or  0**  34'. 

§  44.  The  action  of  the  machine  is  as  follows :  When  the  bevel  wheel  9  re- 
volves, the  spindle  25  is  free  to  gyrate  or  rotate  in  the  eccentric  8.  Practically 
it  rotates  until  ore  is  fed  between  the  crushing  surfaces  18  and  19;  it  then 
gyrates.  This  gyrating  motion  causes  the  head  18  to  approach  and  recede  from 
the  concaves  19 ;  and,  owing  to  the  fact  that  the  spindle  25  acts  as  a  lever  with 
its  fulcrum  in  the  spider  6,  it  will  cause  a  greater  movement  at  the  lower  end  of 
18  than  at  its  upper  end.  This  causes,  upon  the  lumps  of  rock,  which  are  fed 
into  the  space  between  18  and  19,  a  crushing  action  by  pressure  which  has  a 
greater  movement  upon  the  smaller  lumps  than  upon  the  larger.  The  fulcrum 
of  the  Gates  is  located  at  the  lowest  margin  of  the  upper  journal  of  the  spindle. 
This  rises  and  falls  inside  the  box  of  the  spider  in  adjusting  the  height  of  the 
spindle  and  head.  It  follows  then  that  with  this  adjustment,  the  angle  of  gyra- 
tion shown  by  the  central  vertical  lines  in  Fig.  25  (and  also  the  leverage)  varies, 
requiring  a  little  play  in  the  upper  and  lower  journals.  The  total  vertical 
movement  of  the  spindle  is  only  3^  inches  in  the  large  breakers,  and  2  inches 
in  the  small/and  the  journals  are  fitted  for  the  halfway  position,  making  the  play 
never  over  0.02  inch,  which  is  claimed  to  be  no  more  than  is  customary  on  any 
machinery. 
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The  large  lump  as  broken^  falls  a  little  to  a  fresh  bearing  to  be  broken  again 


FIG.   27. — SECTION  AND  PLAN  OF  COMET   BREAKER. 
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A.  Gai>. 

B.  Ofioillating  boa. 

C.  Tripod  bearing. 

D.  Hopper. 

JK.  liners  or  dies. 
F.  Crushing  head  or  ahoa 
"G^.  Spindle. 
H.  DustcoTer, 
I.  Dustoorer. 

J,  Hub  bolted  toberelwfaeeL 
£.  Bevel  wheel 
Xw  Bevel  pinion. 
jr.  Steel  toe. 

N.  Loose  self-adjusting  bat- 
ton. 
O.  Step^ 

P.  Liner  section. 
Q.  Band  wheeL 


KBT  TO  no.  27. 

A  Clutoh.  16. 

T,  Removable  breaking  pins.  17. 
U,  Driving  shaft  20. 

V.  Drainpipe.  21. 

W.  Oil  feed. 

X  Friction  rings.  22. 

F.  Dowel  pins  for  friotioii28. 
rinn  24. 

Z.  Onara  plate. 

1.  Hole  in  shell  for  faroing26. 

out  liners.  26. 

2.  Baseplate.  28. 
6.  Throat                                29. 

8.  Staple  for  guard  plate  Z.  80. 

9.  Ringbolt  81. 

10.  Ringbolt  82. 

11.  Key  for  head.  88. 
14.  Bolts.                                  86. 


Bolta 
Bolts. 

Foundation  bolts. 
Wearing  plate  on  chute 

plate. 
Chute  plate. 
Step  support. 
Cap    for    bevel    pinion 

journal. 
Outer  pillow  block. 
Collar. 

Main  body  or  skirt 
Sleeve. 
Mandril 
Collar. 
Draw  bolt 
Draw  bolt. 
Edge  of  box. 


by  the  next  act  of  compression^  and  this  is  repeated  until  it  is  broken  fine  enough 
to  pass  the  throat  of  the  machine^  that  is^  between  the  concaves  and  the  head  at 
the  narrowest  point.    The  ore  then  passes  out  over  the  chute  22. 

The  Gates  breaker  can  be  designed  for  finer  crushing  with  a  smaller  throw  than 
the  ordinary  jaw  breaker.  This  is  due  to  the  fact  that  the  corrugations  on  the 
head  are  creeping  backward  all  the  time  in  a  full  fed  crusher,  and  any  tendency 
to  pack  is  broken  up  by  the  constantly  changing  difference  in  the  parts  of  the 
head  and  of  the  concaves  which  are  opposite  one  another. 

See  Tables  25  and  26  for  details  from  mills. 

§  45.  Thb  Comet  Breaker  (Fig.  27  and  Tabic  20)  is  manufactured  by  Eraser 
ft  Chalmers,  and  is  like  the  Gates  in  design  and  action.  There  are,  however, 
certain  differences  in  the  detail  of  the  construction  to  which  reference  will  now 
be  made.  The  chute  22  can  be  removed,  giving  free  access  in  front  to  the  beveled 
gears.  The  entire  chute  is  covered  with  a  boiler  iron  wearing  plate  21,  to  be 
removed  when  worn  out.  The  spindle  0  is  turned  a  true  cylinder  above  to  fit 
the  oscillating  box  B  and  a  true  cylinder  below  to  gyrate  in  the  hub  of  the  gear 
K.  The  steel  spindle  toe  M  is  fitted  tight  into  the  spindle  and  is  turned  concave 
on  its  under  side  to  fit  the  convex  side  of  the  loose  button  N,  giving  perfect  self- 
adjustment  between  these  two  parts.  The  button  N  is  flat  on  the  under  side,  as 
is  the  step  0  on  its  upper  side.  N  is  therefore,  free  to  slide  on  0.  These  two 
surfaces  will  always  wear  flat.  The  bevel  wheel  K  has  a  cast-iron  hub,  the  inside 
surface  of  which  is  eccentric  and  acts  as  bearing  for  the  lower  end  of  the  spindle. 
The  outside  acts  as  journal  for  the  gear  and  is  therefore  concentric  with  the 
latter.  For  any  point  in  the  spindle  the  radius  of  gyration  is  yfy  of  the  dis- 
tance of  said  point  from  the  fulcrum.     Both  these  surfaces  are  babbitted  on 


TABLE  20. — ^DETAILS  OF  COMET  BREAKER.   (Tiken  from  CMalogue.) 


lOCfaCML 

6z1S 

7x14 

xl7 

)0x90 

19xS4 


% 


TODII. 

96to  1« 
144tO  S40 
SMto  679 

480to  reo 

900  to  1440 


I 


Pt.In. 
4-10 
5-d 
6-6 
7-S 
•-« 


Outside  DhneD* 

•iona  of  Frame 

Sent  with 

Breaker. 


Ft  In.  Ft.  In. 
6-1x2-0 
6-10x8-8 
8-0x4>0 
0-1x4-10 

10-10x5.  S 


Pounds 
B.noo 


14,000 
HOOO 
80,000 


Pollej  Diam- 
eter And  Fmb. 


Ft.In. 
8-0 
8-0 
4-0 
4-6 
6-0 


400 
400 
400 
400 
400 
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the  spot;  the  sleeve  29  serves  for  babbitting  the  outer  surface,  and  the  mandril 
30,  for  the  inner.  The  velocity  ratio  of  the  gears  is  2:1  in  Mills  26  and  84. 
Friction  rings  X,  three  in  number,  furnish  the  gear  K  with  anti-friction  support. 
The  upper  and  under  rings  are  of  bronze  and  are  dowelled  to  the  gear  K  and 
the  base  2  respectively.  The  middle  ring  is  of  steel  and  is  free  to  revolve.  On 
the  dust  collar  /,  protecting  the  eccentric  hub  J  is  a  tight  leather  joint  attached 
to  the  spindle  G.  Oil  is  fed  to  the  main  spindle  bearing  by  the  pipe  W,  and 
drained  from  it  previous  to  lubricating  by  opening  the  pipe  V.  By  filling  the 
pipe  W  to  the  level  of  the  tops  of  the  bearings,  perfect  lubrication  of  the  in- 
side and  outside  bearings,  as  well  as  the  friction  rings,  will  be  obtained.  For 
larger  machines  one  pint  of  oil  four  times  a  day  will  be  needed;  in  starting  a 
new  machine,  the  oil  should  be  drained  every  two  days  and  the  support  23  taken 
off  and  cleaned.  This  oil  can  be  used  again  on  other  bearings.  At  //  is  another 
dust  collar  similar  to  I,  but  protecting  the  gear  teeth  from  ore. 

The  clutch  S  and  cast-iron  clutch  toes  T,  serve  to  put  on  and  take  off  power 
and  also  as  a  breaking  part,  so  that  if  a  hammer  head  is  fed  to  a  breaker,  the 
machine  stops  while  the  fly-wheel  and  pulley  go  on  revolving. 

The  oscillating  box  B  is  turned  true  cylinder  inside  but  is  tapered  upward  on 
the  outside  at  the  exact  angle  of  gyration  of  the  spindle  (1  in  100).  The  lower 
edge  of  this  box  35  is  the  fulcrum,  the  position  of  which  is  constant.  The  set 
screw  12  prevents  it  from  rotating.  When  the  spindle  is  raised  for  adjustment, 
the  box  does  not  rise  with  it,  thus  keeping  a  constant  leverage  and  a  uniform 
alignment  between  upper  and  lower  bearings  and  the  spindle.  In  the  figure  the 
spindle  is  shown  at  its  highest  position. 

A  guard  plate  Z  is  put  in  to  protect  the  gears  on  the  rear  side  from  harm. 
This  is  kept  locked  and  opened  only  for  oiling  or  repairs.  The  gears  are  of  steel 
cast  as  smoothly  as  possible  and  not  planed.  The  head  F  fits  the  spindle  on  a 
tapered  seat  and  is  held  by  a  key  11.     It  is  removed  by  the  draw  bolts  32  and  33. 

The  dies  or  concaves  are  put  in  place  after  cleaning,  drying,  warming  them  in 
cold  weather,  and  stopping  the  cracks ;  they  are  then  backed  by  running  in  molten 


PIG.  38.         Fio.  29. 

SINGLE         SECTIONAL 
PIECE  LINER       LINER 
POR  SIZE  E. 


PIG.  30. 

SINGLE 
PIECE   HEAD 
POR  SIZE  E. 


FIG.  31. 

SECTIONAL 

(8-PIECE) 

HEAD. 


FIG.  32. 

SECTIONAL 

(5-PIECE) 

HEAD. 


zinc.  The  warming  helps  the  zinc  to  flow.  Each  liner  is  made  in  one  piece 
(Fig.  28),  or  in  two  pieces  (Fig.  29)  on  account  of  the  greater  wear  at  the  lower 
end.  In  the  latter  form  the  upper  section  last?  twice  as  long  as  the  lower  section. 
The  head  is  also  made  in  several  forms.  The  ordinary  is  all  in  one  piece,  as 
shown  in  Fig.  30.  Later,  composite  forms,  jointed  by  zinc  and  providing  for 
the  greater  wear  at  the  tips,  are  shown  in  Fi^s.  31  and  32.     The  lower  part  will 
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perhaps  wear  twice  as  fast,  and  the  upper  part  half  as  fast  as  the  middle  part. 
This  plan  sends  less  metal  to  the  scrap  heap  than  when  the  fiead  is  in  one  piece. 
9  and  10  (Fig.  27)  are  ring  bolts  used  for  lifting  out  the  various  parts;  8  is  the 
staple  for  fastening  the  plate  Z. 

§46.  Adjustment  for  Wear. — The  Amount  of  Throw. — In  the  earlier  forms, 
the  wear  of  the  head  and  liners  is  taken  up  by  raising  the  spindle  by  the  introduc- 
tions of  buttons  under  the  step  piece  0.  When  this  has  reached  its  limit,  the 
liners  or  head  have  to  be  changed  as  in  the  Gates  breaker,  and  the  spindle  lowered 
again  to  its  starting  point.  The  button  adjustment  was  a  clumsy  arrangement, 
and  in  the  later  form  (see  Fig.  33)  there  is  a  ram  K  provided  with  a  steel  toe  d', 
on  which  stands  the  hemispherical  button  g  and  the  spindle  0.    At  the  lower 
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PIG.   33. COMET  BREAKER  WITH 

NEW  CHAIN  ADJUSTMENT. 


FIG.  34. — SECTION   OP  THE 
MoCULLY  BREAKER. 


end  of  the  ram  are  two  supporting  sheaves  T,  and  running  through  a  slot  in  the 
ram  is  the  drum  shaft  U.  A  crank  shaft  C"  turns  the  screw  B'  of  the  worm  gear 
and  by  it  the  gear  W  and  the  grooved  drum  V,  upon  which  the  chain  R  winds. 
This  chain  passes  under  one  sheave  T,  over  the  loose  sheave  0,  under  the  other 
sheave  T  and  up  to  be  attached  to  the  frame  at  m.  In  the  largest  breaker  E, 
the  spindle  can  be  lifted  by  this  mechanism  9  inches  vertically.  The  whole  is 
enclosed  in  the  casing  //', 
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Some  of  the  dimensions  and  the  amount  of  movement  of  the  Comet  breaker 
are  given  in  Table  ^1. 

TABLE  21. — ^DIMENSIONS  OF  COMET  BBEAKEB. 


Siie. 

Vortical  Dto- 

UDoefrom  Ful- 

cnim  to  Top 

of  Linen  or 

OoDoaveB. 

Inches. 

Vertical  Dis- 
tance from  Ful- 
crum to  Bottom 
of  Liners  or 
Ck>ncaves. 
Inches. 

Vertical  Dis- 
tance from  Ful- 
crum to  Center 
of  Eccentric 
Journal. 
Inches. 

Total  Movement^  or  Throw.         | 

AtTbpof 
linei-s. 
Inches. 

At  Bottom 

of  Liners. 

Inches. 

At  Center 

of  Eocen- 

tncJoum*L 

Inches. 

A 
B 
0 
D 
B     « 

8 
10 

.OH 

14 

18 
94 
87 
88 
88 

66 

67 
76 
09 

108 

.16 
.90 
.91 
.96 
.98 

.86 
.48 
.64 
.66 
.76 

1.19 
.1.84 
1.69 
1.84 
9.16 

See  Tables  25  and  26  for  details  of  Comet  breakers  in  the  mills. 

§  47.  The  McCully  Gyrating  Breaker  (Table  22  and  Fig.  34)  is  manu- 
factured by  R  McCully.  This  breaker  is  in  principle  like  the  Gates  and  Comet, 
but  it  has  certain  differences  for  which  advantage  is  claimed.  They  are  as 
follows : 

The  spindle  C  is  not  supported  on  a  step  below  but  is  suspended  from  the  tripod 
m'  through  the  adjusting  nut  m',  the  screw  m  and  the  ball  and  socket  joint  m}p, 
consisting  of  a  spherical  ball  m}  and  a  screw  plug  p,  with  a  hemispherical  socket 
on  the  under  side.  The  nut  m*  is  held  at  any  particular  thread  by  a  key  m*  to 
suit  the  raising  or  lowering  of  the  crushing  head.  The  top  journal  of  the  spindle 
is  turned  cylindrical  while  the  inside  of  the  sleeve  6*  is  conical  to  suit  the  angle 
of  gyration.  The  fulcrum  is  at  6*.  The  effect  of  this  combination  is  that  the 
weight  of  spindle  and  head  are  carried  upon  the  tripod  with  greatly  reduced 
friction,  while  in  the  Gates  and  Comet  breakers  this  weight  causes  the  sliding 
friction  of  the  step  below.  The  machine  has  a  side  manhole  which  enables  it 
to  be  safely  lubricated  while  running.  The  bearing  of  the  large  gear  can  be 
removed  for  repairs  by  lowering  the  bottom  by  bolts  without  taking  down  the 
machine.    A  flexible  canvas  hood  0  excludes  the  dust  from  the  bearings  below. 


table  22. — SIZES  OF  McCULLY  BBEAKEB.    (Fiom  Catalogue.) 


SIse. 

breaker. 
Foonds. 

Slseofeach 
feed  open- 

Inches. 

SIse  of  com- 
bined feed 
openings. 

Inches. 

Capacity  per  94 
hours  in  tons  of 
9,000  pounds  to 
macadam  or 
bailastsiMC^ 
inches). 

Dimensions  of  drlT- 
ing  pulleys. 

Beirolutions 

of  driTing 

pulley  per 

minute. 

Gears  reduce 

tWsJi 

Sise  of  engine 
in  horse  pow- 
er  for  break- 

Diameter 
Inches. 

Face. 

Inches. 

er,  elevator 
and  screen. 

5,500 
7,900 
14,000 
91,000 
97,600 
49,000 
64,000 
91,000 
100,000 

5zl9 
6zl4 
7x15 
8x18 
10x90 
11x94 

90x44 

6x86 
6x49 

7x45 
8x54 
10x60 
11x79 

90x189 

108  to   901 

168  "    988 

880  "    480 

480  "    790 

790  *•    960 

960  "  1,440 

1,440  **  8,000 

9,400  *' 8,600 

9,880  "4;n0 

90 
94 
98 
69 

86 
40 
44 

48 
68 

4 
6 
6 
8 
10 
19 
14 
16 
18 

600 
475 
460 
496 
400 
875 
875 
875 
870 

5to     6 
8"    10 
19"    16 
16  ••    90 
18"    99 
95"    80 
40  "    60 
60  "    75 
80  "  110 

An  older  form  of  the  McCully  breaker  has  no  ball  and  socket  joints  but  simply 
has  two  large  lock  nuts  upon  the  threaded  upper  end  of  the  spindle.  The  lower 
lock  nut  rests  directly  upon  the  sleeve  6*  (Fig.  34).  This  has  the  disadvantage 
that  the  sleeve  bears  only  at  one  point  at  a  time  and  there  is  more  or  less  of  an 
up  and  down  or  seesaw  motion  of  the  head. 
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§  48.  Comparison  of  the  Oatbs  and  McCullt  Brsakebs. — A  comparative 
test  made  by  the  Gates  Iron  Works  on  the  regular  Gates  breaker,  a  Gates  breaker 
supplied  with  a  suspended  shaft  so  made  as  to  obviate  any  seesaw  motion,  and 
an  old  style  MeCulIy  breaker,  gave  the  results  shown  in  Table  23.  The  conditions 
with  regard  to  speed,  amount  of  throw  and  leverage  were  the  same,  and  the  same 
crushing  head  was  used  for  all  three  tests. 

TABLE  23. — COMPARATIVE  TESTS  OF  SPINDLE  BREAKERS. 


Style  oCBraAkor. 

I^st 
No. 

Op«U« 

Throat 
iDchee. 

Bock 

Ueed. 

Pounda. 

Time 
OoDNnn- 

ed. 
Minutee. 

Net 

Power 

need. 

Amp^rae. 

Relative 
Work  Ueed. 

RflfCultf  Gates,  No.  0 

thaft...r: '. 

8uMl4 

6eiMl6 
7,8  end  0 

0.17 

0.17 
0.17 

BOO 

800 
800 

O.W 

10.88 
18.61 

10.81 

0.87 
8.77 

108.0 

100.0 
118.0 

Old  etyle  McCuUy 

The  rock  used  was  hard,  close-grained  granite,  all  between  3  and  IJ  inches 
diameter,  and  had  a  compressive  strength  of  about  30,000  pounds  per  square  inch. 
The  "Net  Power  Used"  is  obtained  by  subtracting  the  power  used  in  running 
empty  from  the  total  used  in  crushing.  The  "Relative  Work  Used  in  Crushing" 
expresses  the  ratio  of  the  products  of  power  multiplied  by  time.  Sizing  tests 
of  the  products  are  given  in  Table  24. 

TABLE  24. — SIZING  TESTS  OF  PRODUCTS  FROM  SPINDLE  BREAKERS. 


• 

Tests  Noa.  8  and  4. 

TtetsNos.6aad8. 

'tatsNos.7.8andO. 

Pounds. 

Percent. 

Pounds. 

Percent. 

Pounds. 

Percent 

Owl  Inch 

1.0 
B0.5 

SM.O 
00.6 

188.0 

0.80 
10.16 
46.08 
80.00 
84.68 

1.6 
60.6 

818.6 
00.0 

180.0 

0.80 
11.04 
48.88 
10.88 
94.07 

0.68 
88.00 
108.80 
398.70 
161.90 

0.19 
4.00 
80.70 
96.80 
80.18 

Throoffh  1  on  M-lnch 

Thronirh  ^£  od'  ii-inch. ........ 

^Rirouffh  14  on  i -Inch. 

•i%.»i^    '}«.      i-Iu 

•|\)tal 

407.6 

100.01 

406.6 

100.00 

600.7 

00.00 

This  table  shows  that  the  extra  work  done  by  the  o]d  McCully  breaker  as  shown 
in  Table  23,  has  made  its  appearance  in  a  finer  crushed  product. 

(()    SPINDLE  BREAKERS  WITH  EQUAL  MOVEMENT  ON  LARGE  AND  SMALL  LUMPS. 

§  49.  Butter  Breaker. — S.  B.  Krom  has  in  his  catalogue  a  figure  called  the 
improved  Butter  breaker.  It  places  the  crusher  head  directly  upon  a  long  eccen- 
tric running  its  whole  length.  The  spindle,  therefore,  revolves  and  the  crusher 
head  gyrates  upon  the  spindle.  This  is  the  earliest  form  from  which  the  modem 
spindle  breakers  have  been  developed.* 


(C)    SPINDLE    BREAKERS    WHICH    HAVE    THE    GREATEST    MOVEMENT    UPON    THE 

LARGEST   LUMP. 

8  50.  The  Lowrt  National  Breaker,  the  rights  of  which  are  now  owned  by 
the  Gates  Iron  Works,  represents  this  class.  The  spindle  has  a  pivot  consisting 
of  a  ball  and  socket  bearing  placed  just  below  the  crusher  head.  Breaker  No. 
4  in  Mill  89  is  of  this  pattern.     (See  Table  25.) 

•  Ratt6r*8  Ore  Mill,  patented  Hanih  98,  ISW.    Brown*B  ImproTod  MiU,  March  96, 1878;  reissued  September  7. 
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§  61.  Comparison  of  Spindle  Breakers  of  Class  (a)  with  Those  of 
Class  (c). — The  remarks  made  in  comparing  the  Blake  and  Dodge  types  of 
breakers,  (§41),  apply  here  with  equal  force. 

§  53.  Mill  Data  on  Spindle  Breakers. — ^Table  26  gives  the  details  of  the 
spindle  breakers  in  the  mills  visited  by  the  author.  These  machines  are  all  fed 
dry.  It  is  noticeable  that  they  are  all  of  them  machines  of  large  capacity,  but 
are  run  much  below  their  limit.  In  the  mills  using  Comet  breakers  the  new 
worm-gear  adjustment  is  evidently  becoming  a  favorite  means  of  adjustment  for 
taking  up  wear,  the  old  Comet  adjustment  with  buttons  being  used  only  on 
machines  of  earlier  date. 

TABLE  25.— DETAILS  OF  SPINDLE  BREAKERS. 

Br.sbreftker;  C.=oomet;   Cap.scapocity;    Eat.s=estunated;   0.=Oates;  grii.sgrinly; 
In.sinches;  L.asLowry;  Max. = maximum;  No.=numb«*r. 


Abbreviations.  — 
H.  P. = horse  power; 


Revolu- 
tions per 
Minute. 


SI 


si 


SiMoCVBed. 


Crushed 
to. 


ill 

H 
-ill 


Head  Raised 


880 
840 


600 


160 
170 
818 
860 


IM-In. 


«T?«- 


over  1^-in. 


485 


400 


818 

'806 


OTer  ^-In. 


over  l^in.  eriz. 
(0 


800 
850 
110 
800 
75 
17 
185 
800 
60 
100 


(6^960 
060 


(c)  Ud)89 
(e)  ;  80-85 


Worm  gear. 


480 


(/)     » 


880 


18 


U7); 

'(fc)."40* 


Screw  to  5  in. 
Screw  to  5  in. 
Screw  to  6  in. 
Shims  up  to  6  in. 
Worm  gt  ar. 


2(a)  These  are  estimates  by  the  mill  managers;  for  capacities  quoted  by  manufacturers,  see  Tables  19  and  80. 
)  This  can  probably  crush  1,440  tons  in  84  hours,  (c)  Repairs,  oil  and  other  incidentals,  fSXX)  per  year,  (d)  This 
the  result  of  actual  measurement,  (e)  None  except  occasional  babbitting.  (/)  Babbitt  eccentric  every  6 
months.  Kg)  Bevel  gear  and  pinloo  gear,  (h)  BabbiUing  bearingM.  (0  Through  No.  8  breaker  on  No.  1 
trommel,  1  in. 

Table  26  shows  the  wear  and  cost  of  parts  in  the  spindle  breakers  and  is  com- 
puted in  the  same  manner  as  described  under  the  Blake  breaker^  §  33. 


TABLE    26. — WEAR   FOR   SPINDLE   BREAKERS. 

AbbrevUtions.— 1st  O.  B.slst  grade  babbitt;  B.  P.=breaking  pin;  B.  W.  I.=best  white  iron;  Ch.  I.schiU.*d 
Iron;  C.  H.  8. scase  hardened  steel;  C.  L=castiron;  E.=each;  II.=Head;  L.=LinerB;  M.  O.  B.smain  gear 
babbitt;  P.gpivots. 


i 

1 

1 
1 

1 

1 
1 
1 

Wearing 
part. 

Material. 

l^ytal  weight 
Pounds. 

Cost 

pound. 
New. 
Cents. 

8eU 

pound. 

'old. 

Cents. 

Life. 

Wear  per  ton. 
Pounds. 

Cost  per  ton. 
Cents. 

New. 

Old. 

Days. 

Tons. 

Qroas. 

Net 

Gross. 

Net 

86 

H. 

L. 

B.P. 

H. 

L. 

U. 

18  L. 

B.P. 

H. 

L. 

P. 

M.G.B. 

H. 

I* 

H. 

L. 

H. 

L. 

P. 

M.G.R 

B.P. 

Ch.L 

u 

0.L 
Ch.L 

8,800 

(1,440 

1 1.760 

(a) 

8,700 
}  1,840 

6 
8 

0.06 
0.08 

860 
(180 
llBO 

60.400 
18,000 
84,000 

0.0055 
0.111 

o.ore 

0.0119 
0.0077 
0.0175 

0.881 
0.665 
0.440 

0.816 
0.697 
0.408 

80 

(6) 

t? 

845 
845 
140 
886 

15 
1(M 

00 
(d) 

% 

90.000 
90,000 
48,000 
07,800 

90E. 
800 
600 

<& 

788 

TOE. 
600 
400 

85 

0.019 
0.0060 

0.006 
0.0080 

0.107 
0.045 

61 

Ch.L 

C.  H.  B. 
Ist  O.  B. 
Ch.L 

RW.L 

u 

Ch.L 
C.L 

6u0 
SOO 

7 
7 

1^ 

18,760 
11,860 

0.000 
0.068 

0.0298 
0.0884 

0.49 
0.476 

0.41 
0.897 

6A 

88 

1,800 
1,875 
1,000 
8,000 

7 
7 

4 
4 

i 

180 
180 
180 
180 

10,800 
10.800 
16.000 
16,000 

6.ii7 

0.187 

0.0085 

0.186 

'oioiw' 

0.0376 

1.107 
0.891 
0.880 
0.500 

84 

700 
1,400 

0.817 
0.4U 

88,000 

C.L 

i 

1 

(a)  8  X  8  X 10  indies.    (5)  $80.00  per  set.    (c)  1^  X  7  inches,    (d)  Long  time. 


§  53 


PRELIMINARY  CRUSHING. 


« 


§  63.  Routine  of  Managing  Heads  and  Concaves  on  Spindle  Breakers, — In 
Mill  66,  three  sets  of  concaves  of  varying  thickness  are  used.  A  new  head  is 
first  mounted  and  with  it  the  thinnest  set  of  concaves,  and  the  screw  adjustment 
is  used  to  regulate  size  until  the  head  is  raised  to  its  highest,  then  the  process  is 
repeated  with  a  medium  set  of  concaves,  and  finally  with  a  thick  set.  At  the 
end  of  the  third  period  the  head  is  worn  out  and  the  routine  is  gone  over  again. 

In  Mill  83,  two  thicknesses  of  concaves  only  are  used  during  the  cycle  and  the 
spindle  is  raised  by  six  buttons,  each  1  inch  thick,  one  at  a  time. 

In  Mill  26  a  Comet  D  breaker  wore  its  parts  as  indicated  in  Table  27.  The 
cost  of  removing  old  concaves  and  putting  in  new  ones  was  about  $24.50,  includ- 
ing zinc  for  backing.     The  cost  for  changing  a  head  was  about  the  same. 


TABLE  27. — SHOWING  WEAR  OF  PARTS  IN  MILL  26. 


Ck>ncaTM. 

Head. 
Weljrht. 
Pounds. 

ChUlediroD  made  bj 

Cost  per 

pound. 
Oents. 

Ufe. 

Dtttn. 

ThJckneflB. 
Inches. 

Weight. 
PoundH. 

Day.. 

Tone 

Iby  90,1806.... 

SH 

1.440 

Fraser  A  Chalmera. 

M                    ••                   t«                   «« 
««                     M                     U                     »» 

Local  foundry. 

100 
807 
112 
84 
148 

12.874 

a,8oo 

88,800 

Sept.  1S,188&.. 
Jaa.es  1890 

^ 
^ 

1,440 

iItto 

1.7U0 

8 
6 
6 
6 
5)4 

18,247 

4,154 

Feb.  8.  1808 

April  1, 1H06.... 

84,900 

8,800 

Julys,  1886.... 

8^ 

1,7W 

General  Consideration  about  Breakers  and  Breaking. 

§  54.  Quality  of  Crushing  by  Breakers. — Two  sizing  tests  are  given  as 
follows : 

In  Mill  25,  breaker  No.  1,  a  9 X  15-inch  Blake,  set  to  crush  run  of  mine  con- 
taining dolomite  with  disseminated  galena  li  inches  in  size,  yielded  the  following 
sizes:  On  IJ  inches,  51.2% ;  through  IJ  on  J  inch,  16.7% ;  through  J  on  f  inch, 
7.3%  ;  through  f  on  f  inch,  7.9%  ;  through  f  on  i  inch,  6.2% ;  through  i  inch  on 
4  mm.,  4.8%  ;  through  4  mm.  on  1  mm.,  4.4%  ;  tiirough  1  mm.  on  i  mm.,  0.4% ; 
through  i  mm.,  1.1% ;  total,  100.00%. 

K.  Von  Reytt'**  gives  the  following  sizes  as  produced  by  a  jaw  breaker  running 
at  230  revolutions  and  crushing  lumps  of  Przibram  ore  all  about  64  mm.  size. 
Through  64  on  32  mm.,  22.35% ;  through  32  on  22  mm.,  24.12% ;  through  22 
on  16  mm.,  18.85% ;  through  16  on  12  mm.,  4.22% ;  through  12  on  8  mm., 
10.15% ;  through  8  on  6  mm.,  5.03% ;  through  6  on  4  mm.,  1.40% ;  through  4 
on  3  mm.,  1.40%;  through  3  on  2  mm.,  1.91%;  through  2  on  1  mm.,  3.60%; 
through  1  on  i  mm.,  1.70% ;  through  i  on  J  mm.,  1.94% ;  through  i  on  -]^ 
mm.,  1.23% ;  through  ^V  ^^-y  2.10%  ;  total,  100.00%. 

For  other  sizing  tests  see  §  48  and  §  63. 

Too  much  importance  should  not  be  given  to  the  foregoing  figures,  as  the  per- 
centages vary  much  according  to  circumstances;  for  example,  whether  the  mine 
fines  are  sifted  out  or  not,  whether  the  ore  is  tough  and  brittle,  or  soft  and  granu- 
lar, whether  the  machine  is  set  to  crush  small  or  large,  whether  it  is  of  Blake 
or  Dodge  type,  whether  the  crushing  surfaces  are  sharply  corrugated  or  smooth. 

As  an  example  of  this  last  condition  we  have  Mill  13,  where  a  Blake  breaker 
(see  Table  9)  is  used  to  crush  pyrite  for  kiln  roasting.  New  jaws  with  sharp 
corrugations  make  approximately  14%  of  fines  in  crushing  rock  to  pass  through 
a  hole  I  inch  in  diameter,  while  old  round  and  smooth  plates  make  30%  of 
fines.     Hence  the  very  short  life  allowed  for  plates  in  that  mill. 
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With  the  Oates  breaker  it  has  been  found  possible  to  do  ^^choke"  crushing  (see 
§97),  and  so  crush  the  material  finer  than  the  opening  at  the  throat  would 
indicate.  As  a  specific  example,  a  No.  4  Gates  breaker,  set  at  IJ  inches,  sent 
its  product  to  a  trommel  with  f-inch  round  holes  and  the  oversize  which  was 
large  in  amount  was  returned  and  mixed  with  the  large  lumps  of  feed.  This 
mixing  of  the  large  and  small  lumps  is  essential  to  produce  the  "choke"'  crushing. 
The  capacity  of  this  system  is  144  to  168  tons  of  granite  in  24  hours.  The 
product  contains  less  fines  and  fewer  elongated  or  flattish  lumps  than  where  the 
breaker  is  set  to  crush  to  }  inch  in  the  ordinary  way. 

§  55.  Material  for  Wearing  Parts. — A  glance  at  Tables  10,  14  and  26 
shows  that  chilled  iron  is  by  far  the  most  common  metal  used.  The  detailed 
statement  is  as  follows :  Spindle  breakers — all  use  chilled  iron.  Dodge  breakers 
— 3  use  steel  jaws  and  cheeks,  2  use  chilled  iron  jaws  and  cheeks,  2  use  steel  jaws 
and  iron  cheeks,  3  use  steel  jaws  (cheeks  not  given).  Blake  breakers — 12  use 
steel  jaws  and  cheeks,  42  use  iron  jaws  and  cheeks,  9  use  steel  jaws  and  iron  cheeks, 
4  use  steel  jaws  (cheeks  not  stated),  48  use  iron  jaws  (cheeks  not  stated). 

Mills  ^1  and  64,  in  Table  10  (Blake  breakers)  and  Mill  26,  in  Table  14  (Dodge 
breakers),  show  the  superiority  of  manganese  steel  over  chrome  steel,  hammered 
steel,  cast  steel  and  chilled  iron.  Mill  40  reports  the  same,  without  furnishing 
complete  figures.  Mill  62,  in  Table  10  (Blake  breakers),  shows  more  favorably 
for  chilled  iron  as  against  chrome  and  manganese  steels.  The  ore  is  very  hard 
to  crush. 

Averaging  up  the  figures  of  gross  cost  of  jaw  plates  from  Table  10,  we  get  the 
averages  given  in  Table  28. 

TABLE  28.— COMPARATIVE  WEAR  OF  METALS  FOR  JAW  PLATE8  OF  BLAKE  BRSAKBB8. 


Average 
of 

Grou  ooat  of 
meua  per  ton. 

ChrouM  gtcol 

10 

Oente. 
1.48S* 
0.8M 
0.968 1 
1.58 
0.8B6 

Mangaoeae  stool 

Whit*  iron.  ........-...*......... 

Chillediron 

•  This  flgura  Is  onfaTorably  influenoed  b/  one  very  high  flgure  (Mill  M)  wblcfa,  when  omitled, 
the  average  to  0.879  cents. 

t  This  ooBtains  one  very  bigh  flgure  OSSX  Vi  which  if  left  out  would  reduce  the  average  to  0.404  cents. 

The  figures  in  Table  28  do  not  quite  fairly  represent  the  relative  costs,  for 
the  following  reasons:  Mills  crushing  soft  ores,  as  the  Missouri  limestones,  are 
all  given  chilled  cast-iron  jaw  plates,  while  mills  with  a  hard,  tough  ore  to  treat 
use  one  of  the  steels.  If  the  applications  were  reversed,  it  is  probable  that  costs 
given  for  the  steels  would  be  greatly  reduced,  and  that  for  chilled  cast  iron  pro- 
portionately increased. 

For  jaw  breakers,  Gates  Iron  Works  recommend  manganese,  chrome  or  John- 
son steel  for  hard  work;  otherwise,  chilled  iron.  Eraser  &  Chalmers  recommend 
manganese  and  chrome  steel  for  longest  life  and  cheap  repairs.  T.  A.  Blake 
says  that  everything  considered,  chilled  cast  iron  is  most  satisfactory  and  eco- 
nomical, giving  better  results  than  cast  steel.  For  fine  multiple  jaw  breakers,  he 
uses  best  tool  steel;  for  coarse  multiple  jaw  breakers,  chilled  iron.  For  large 
breakers,  Blake  recommends  corrugated  jaws;  for  small,  smooth  or  plane  jaws. 

For  the  qualities  of  the  various  metals,  the  reader  is  referred  to  the  discussion 
given  under  rolls  (§79),  bearing  in  mind  that  the  tendency  of  chilled  iron  to 
become  pitted  when  used  for  roll  shells  does  not  affect  it  adversely  for  the  wear- 
ing parts  of  breakers  and  that  the  quality  of  manganese  steel,  that  it  does  not 
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fully  retnm  to  its  form  affer  expansion  by  heat  and  work^  will  be  no  disad- 
vantage in  jaw  breakers,  but  may  cause  difficulty  in  spindle  breakers. 

The  higher  priced  metals  have  longer  life  than  chilled  cast  iron  and,  in  con- 
sequence, the  charge  against  changing  the  parts  is  reduced,  as  it  occurs  less  often. 

§  56.  UsB  OF  Water. — ^Water  is  sometimes  fed  to  the  rock  breaker  with  the 
ore.     The  custom,  by  mills,  is  as  follows : 

With  water— 16  Blake,  0  Dodge,  0  spindle. 

Without  water— 39  Blake,  6  Dodge,  11  spindle. 

The  addition  of  water  is  made  under  two  considerations :  First,  it  is  sometimes 
necessary  to  add  the  water  to  the  system  to  move  the  ore  in  the  chutes,  and  if 
BO,  why  not  feed  it  in  the  breaker?  Secondly,  crushing  is  hastened  and  the 
production  of  slimes  is  lessened  by  adding  water  to  get  the  fines  out  of  the  way, 
particidarly  when  the  ores  are  soft,  muddy  or  talcose.  For  example,  in  Mul 
87  the  Blake  has  water  connections  which  are  used  only  when  talcose  or  soft 
ore  is  fed.  Water  prevents  packing  of  a  breaker  from  clayey  ores  and  for  this 
reason  a  stream  of  water  from  a  1-inch  pipe  is  kept  running  into  the  breakers 
which  treat  soft  ore  in  Missouri.  It  is  even  said  that  pouring  a  cup  of  water 
into  a  breaker  clogged  with  clayey  ore  will  often  start  it.  Water  may  also  be 
used  to  lay  dust  in  case  of  need. 

§  57.  Laboe  versus  Small  Breakers. — The  tables  show  that,  as  a  rule,  the 
breakers  are  run  far  below  their  capacity  and  for  a  few  hours  only  out  of  the 
twenty-four. 

The  advantages  of  a  large  breaker  are  that  it  saves  cost  of  sledging;  that  it 
will  do  its  day's  work  in  a  short  time  and  leave  the  attendant  free  for  other  work, 
thus  saving  labor.  The  disadvantage  is,  that  it  costs  more  at  the  start  and  needs 
a  larger  engine,  but  it  does  not  on  that  account  consume  more  power  per  ton. 

§  58.  Essentials  of  a  Good  Breaker. — It  should  be  strong  enough  to  resist 
the  stresses  and  heavy  enough  to  work  steadily.  It  should  be  of- ample  size  to 
take  the  largest  lump.  Its  action  should  be  simple  and  its  wearing  parts  accessi- 
ble and  easily  removed.  There  must  be  no  possibility  of  contact  of  oil  with 
the  ore.  The  jaw  breakers  need  heavy  fly-wheels.  All  breakers  need  a  cheap 
breaking  point.  Sahlin**  for  jaw  breakers  recommends  this  to  be  the  bolts  which 
hold  the  cap  of  the  pitman,  whereas  in  the  spindle  breakers,  it  is  a  special  break- 
ing pin  connecting  the  driving  pulley  and  fly-wheel  with  the  driving  shaft  of  the 
machine. 

§  59.  Cost  op  Crushing. — Estimates  for  the  cost  of  crushing  have  been  pre- 
pared for  different  sizes  of  both  jaw  and  spindle  breakers,  and  are  shown  in 
Tables  29  and  30^  The  basis  for  the  estimates  given  on  the  jaw  breakers  is  as 
follows : 

1.  Sizes,  capacities,  powers  and  original  costs  are  taken  from  the  catalogue 
figures  given  in  Table  5. 

2.  Oil,  costing  35  cents  per  gallon*  is  estimated  to  be  used  at  the  rate  of  1 
quart  per  24  hours,  on  a  13  X  30-inch  breaker,  crushing  540  tons  in  24  hours. 
The  cost  per  ton  is  35X|h-540=0.016  cents.  The  cost  per  ton  for  a  4XlO-inch 
breaker,  estimated  to  use  i  pint  per  24  hours,  crushing  84  tons  is  35X-|V-r-84= 
0.026  cents.     The  average  of  these  two  figures  is  0.021  cents. 

3.  Interest  and  Depreciation  at  10%  per  annum. — For  a  4X  10-inch  breaker 

this  would  be  $27.50  per  year.     On  a  basis  of  308  operating  days,  84  tons  being 

$27  50 
crushed  per  day  the  cost  per  ton  would  be        '      =0.106  cents.      Other  sizes 

are  calculated  in  the  same  way. 

*  Taken  from  catalogue  of  Oatea  Iron  works. 
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4.  Power  is  estimated  to  cost  $40  per  horse  power  per  year  of  308  days,*  or 

$0.1298  per  day.     For  a  4X  10-inch  breaker,  using  5  horse  power  and  crusliing 

,j  i      $0.1298X5     ^^^«         .        ^., 
84  tons  per  day,  the  cost  per  ton  would  be  gj =0.773  cents.     Other 

sizes  are  figured  in  like  manner. 

5.  Labor. — It  is  assumed  that  the  breaker  is  fed  by  a  sloping  chute  and  can 

therefore  be  fed  by  one  man  at  a  cost  of  $2  per  12-hour  shift,  or  $4  per  24 

$4 
liours.     The  cost  per  ton  for  a  4X  10-inch  breaker  would  be  gj  =4.762  cents. 

6.  Wear  is  estimated  at  0.815  cents  per  ton,  which  is  the  average  of  the  gross 
cost  per  ton  from  18  mills  in  Tables  10  and  14  (Blake  and  Dodge  breakers). 

'     7.  Repairs  other  than  Wearing  Parts. — The  maximum  figure  given  is  that  of 
$165  per  year  for  Mill  24  (Table  9).     This  breaker  treats  109  tons  per  day  or 

33,572  tons  per  year  of  308  days,  making  the  cost  per  ton      gyo^^  0.462  cents. 

TABLE  29. — ^ESTIMATED  COST   OF   CRUSHING  BY  JAW   BREAKER. 

81x6  of  mouth  In  inches 4x10  7x10  9x15      10x20      18x80 

Toii8cru8hedln84houn 84  180  190          800          6«0 

Hormpower 5  ^8  ^^^9080 

Ooetofbreaker 8875  $600  $750     $1,050     $8.850 

Coit  In  cents  per  ton  for  oil 0.021  0.021  0.021  0.0^1  0.021 

»  ^  '»  interest  and  depreciation 0.106  0.1S5  0.127  0.114  0.185 

••  "  ••  power  0.778  0.865  0.811  0.865  0.781 

H  «  M   [j^j^p 4.7(a  8.888  9.088  1.888  0.741 

••  ••  '•  wear 0815       0.815       0.816       0.816       0.815 

••  ••  '•  repairs 0.469       0.462       0.409       0.469       0.409 

Total  cost  In  oents  per  ton 6.089       5.681       4.810       8.610      8886 

The  basis  for  the  estimates  given  on  spindle  breakers  is  as  follows : 

1.  Sizes,  capacities  and  costs  are  taken  from  catalogue  figures  of  Gates  breaker, 
given  in  Table  19. 

2.  Power  is  estimated  by  Gatbs  rule  that  it  takes  1  horse  power  to  crush  1 
ton  per  hour  to  2^  inches  in  size. 

3.  Oil  is  estimated  at  0.021  cents  per  ton,  as  with  jaw  breakers. 

4.  Interest,  power  and  labor  are  calculated  as  in  the  other  case. 

6.  Wear  is  estimated  at  0.971  cents  per  ton,  which  is  the  average  of  the  gross 
cost  per  ton  from  5  mills  in  Table  26.  Since  so  few  quotations  are  available 
the  figures  on  both  Gates  and  Comet  breakers  have  been  taken,  although  the 
latter  average  a  little  higher. 

6.  Repairs  other  than  Wearing  Parts. — The  maximum  figure  given  in  Table 

26  is  $200  per  year,  including  oil,  for  Mill  26.     Deducting  $25  for  oil,  we  have 

..$176  for  repairs  on  a  breaker  which  treated  28,363  tons  of  ore  from  January  5 

to  July  5,  1896,  as  shown  in  Table  27.    The  cost  per  ton  is--'  =0.308 

<&o,oooX2 

cents. 

TABLE  30. — ^ESTIMATED  COST  OP  CRUSHING  BY  SPINDLE  BREAKERS. 

Number  of  breaker 0            9  4            6  8 

Sise  of  mouth  In  inches 4x80       6t49  8x54      11x79  I8k196 

Tons  crushed  in  94  hours 78          916  540       1,080  8.000 

Horsepower 8             0  99           45  186 

•Cost of  breaker $876        roo  $1.800     88,800  $7,000 

Cost  in  ceots  per  ton  for  oil 0.081  0.091  0.091  0.091  0.091 

**              "             "  interest  and  depreciation 0.109  0.114  0.106  0.099  0.076 

••               "              "power 0.541  0.541  0.541  0.541  0.541 

>•               "              "labor 6.566  1.868  0.741  0.870  0.188 

"              "              ••  wear 0.971  0.971  0  Wl  0.971  0.971 

'•              **             •'  repairs 0.808  O.808  -  0.808  0.808  0.806 

Total  cost  In  oents  per  ton 7.566       8.807       9.678      8.810       9.0BO 

•  Kent's  "  Mech.  Eng.  Pocketbook,''  p.  790. 
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The  two  tables  are  not  intended  to  cover  all  cases  of  crushing — in  fact,  such 
a  thing  is  impossible — ^but  rather  to  show  the  way  the  calculation  of  the  various 
items  should  be  made  under  various  conditions.  For  example,  these  figurea 
are  based  upon  one  man  to  attend  the  breaker,  while  it  is  not  uncommon  to  re- 
quire two  or  even  three  men.  Thus,  at  Mill  24  a  9  X  15-inch  Blt^ce  requires 
four  feeders  in  24  hours  to  crush  109  tons  of  ore.  The  men  are  paid  $1.30  each, 
or  a  total  of  $5.20,  which  is  equivalent  to  4.77  cents  per  ton.  Substituting  this 
figure  for  the  2.083  cents  given  in  Table  29  we  get  7.006  cents  as  the  estimated 
total  cost  of  crushing  in  that  mill. 

These  tables  are  also  based  upon  24  hours  per  day,  whereas  the  usual  custom 
is  to  run  10  hours  or  less  per  day.  This  change,  however,  would  not  greatly  affect 
the  computations.  It  should  be  borne  in  mind  that  these  figures  cover  merely 
the  act  of  feeding  and  crushing,  without  regard  to  the  cost  of  elevating  and 
screening,  which  must  be  added  in  figuring  for  a  complete  crushing  plant. 

It  is  noticeable  that  the  larger  the  breaker,  the  lower  is  the  cost  per  ton  given 
in  the  tables,  principally  owing  to  the  lower  cost  for  labor.  The  following  quota- 
tions show  actual  costs  of  crushing  in  different  localities : 

At  the  plant  of  the  Minnesota  Iron  Co.^-'**  110,447  tons  of  hard  hematite  were 
crushed  during  three  months,  ending  January  1,  1895.  Of  this  perhaps  60% 
actually  needed  crushing.     The  cost  was  as  follows: 

Siroplies •5,086.00  4. R4  cents  per  too. 

Otberaooounts 8,n6.«  8. 86  centa  per  ton. 

Total $8,748.47  Tw  oents  per  too. 

The  plant  consisted  of  three  Blake  breakers  each  with  a  mouth  28X30  inches 
and  driven  by  a  14  X  26-inch  Reynolds  Corliss  engine  of  125  horse  power. 

Gates  Iron  Works  give  a  rough  figure  for  getting  a  ton  of  road  metal  through 
2\  inch  ring  sized  further  on  2,  1|  and  1  inch  screens: 

Cost  of  quarrying 20  cents  to  50  cents. 

Cost  of  crushing,  including  hauling  up,  dumping,  crush- 
ing, elevating  and  sizing 10  cents  to  40  cents. 

Totals 30  cents  to  90  cents. 

At  the  Atlantic  mill,*^  J.  Birkinbine  states  that  the  cost  of  transporting  to 
rock  house,  picking  poor  rock  and  crushing  the  copper  rock  is  less  than  7  cents 
per  ton. 

A  quotation  on  cost  of  crushing  by  the  Monarch  breaker  has  been  given  at  2} 
cents  per  ton.     (See  §  18.) 

E.  D.  Peters,  Jr.,^*  deducing  an  average  from  handling  large  amounts  under 
varying  conditions,  gives  the  following  estimate  of  cost  for  a  plant  of  200  tons 
capacity  in  10  hours: 

Per  shift.    Vve  too. 

Power.    Per  day  of  ten  hoars,  at  loeot  per  too $8.00      fO.OlOO 

LabcM*.    Four  laborers  at  $8.00 18.00      ^.0800 

Bepairs.    Tofcglee,  jaw  plates,  etc |0.8S 

Wearoftools,  habbitt^etc 75 

Daily  sllffht  repairs  on  machinery 80 

MieoeUaneous  items,  sampling,  etc 75 

Totalrepairs 8.16       0.0UB7 

"^  nd  (10  per  cent  per  year  on  original  cost) 1 .40       0.0030 


Totol $18.56      10.0087 

Comparison  of  Jaw  and  Spindle  Breakers  will  be  made  along  the  follDw- 
iug  lines : 

§60.  {a)  Number  Used. — The  Blake  breaker  of  the  pitman  pattern  with 
solid  cast-iron  frame,  is  the  old  standard  breaker  of  the  country,  while  the  Gates, 
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Comet  and  McCully  are  more  recent.  The  latter  are,  however,  growing  in  favor 
on  account  of  their  great  capacity.  Tables  9,  13  and  25  show  that  fifty-two  of 
the  mills  use  the  Blake,  five  use  the  Dodge  and  eleven  use  the  spindle  type. 

§61.  (6)  Principle  of  Action. — The  spindle  breaker  acts  upon  large  elongated 

lumps  on  the  principle  of  a  beam  supported  at  the 
ends  and  loaded  in  the  middle  (see  Fig.  35),  saving 
power  thereby.  This  is  true  of  the  large  lumps,  but 
in  regard  to  the  small  lumps  that  are  down  near  the 
throat,  the  curvature  of  the  space  is  too  little  with 
reference  to  the  length  of  the  lump  for  this  prin- 
ciple to  effect  any  appreciable  result.  The  jaw 
breaker  has  large  corrugations  on  its  jaws  which  are 
arranged  alternately,  and  in  consequence  the  elon- 
gated lumps  near  the  throat  are  treated  on  the  beam 
principle,  tending  toward  the  formation  of  cubical 
forms.  The  spindle  breaker  has  this  action  of  the 
corrugations  on  the  small  lumps  only  to  a  slight 
extent  since  its  corrugations  are  very  small  or  else 
there  are  none  at  all. 
§  62.  (c).  Taper. — The  taper  or  decrease  of  width  between  the  shoe  and  die 
per  foot  of  depth  must  be  small  enough  to  hold  the  rock  well  and  prevent  it 
from  snapping  out.  At  the  same  time  the  less  the  taper  the  deeper  must  be  the 
jaw  in  order  to  effect  a  given  reduction,  and  the  deeper  the  jaw  the  greater  the 
movement  at  the  end  which  has  the  greatest  movement  and  the  greater  the 
liability  to  pack.  The  action  of  the  jaw  breakers  is  such  that  they  must  have 
less  taper  than  spindle  breakers.  The  ordinary  taper  for  Gates  breakers  is  4rJ 
inches  per  foot,  but  it  is  found  that  5  inches  on  a  Gates  is  as  good  as  4^  on  a 
Blake. 

g  63.  (d)  Power,  Cost,  Capacity  and  Weight, — The  only  complete  set  of 
figures  that  is  available  is  the  commercial  statements  given  in  the  tables  under 
the  machines.  Those  adopted  by  the  Farrel  Foundry  and  by  the  Gates  Iron 
Works,  are  compared  in  Table  31.  It  is  obvious  that  too  much  weight  should 
not  be  placed  upon  this  comparison. 


FIG.    35. — ^ACTION   OF 
GATB8  BREAKER. 


TABLE  31. — C0MPARI80K  OF  BLAKE  AND  GATES   CATALOGUE   FIGURES. 


Mouth  Slie. 


WeiRhtfl  of  the 
machinet. 


Cost  of 


Hone 
power  on 
gnoite. 


Capaoity  per  9i  hours. 


Gates. 


Blake. 


Gates. 


Blake. 


Gates. 


Blake. 


Inches. 
4x80 
6x49 
lOxeo 
14x90 


Inches. 
4x10 
6x90 

10x90 


18x196 


15x80 
90x86' 


PoendB. 

8,800 

7,800 

80,000 

66,800 


Pounds. 
4,660 
11,900 
18,800 


80,000 


87,600 

fioiodo 


S400 

800 

9,500 

6.000 


7,000 


f275 

660 

1.060 

'9,960* 

sf,*875 


4 

15 
60 
195 


160 


Tons.        In. 

90to     40to9U 

60to    190to9U 

960to    400  ton] 

600to  1,860  to9^ 


Tons.  Inches. 
85  to  9 
196  to  9 
160  to  ^ 


1.000  to  1,600  to  9^ 


850  to  8H 
500' to  i'" 


Prom  the  table  we  find  the  two  smaller  sizes  of  Blake  weigh  more  (141  and 
144%),  cost  less  (69  and  81%),  and  crush  about  the  same  quantity,  employing 
about  the  same  horse  power  to  drive  them.  The  three  larger  sizes  of  Blako 
weigh  less  (61,  57  and  56%),  cost  less  (42,  37.5  and  41%),  require  less  power 
(40,  24  and  27%)  and  crush  less  rock  (46,  40  and  40%).     In  all  five  sizes  the 
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Blake  has  less  width  of  jaw  for  the  same  gape  (33,  48,  33,  33  and  29%).  The 
power  and  capacity  given  for  the  two  smaller  machines  are  unjust  to  the  Blake, 
for  that  machine  is  crushing  to  2  inches  diameter,  while  the  Gates  is  crushing 
to  2i  inches.  The  power  and  capacity  given  for  the  three  large  sizes  are  unfair 
to  both  machines;  to  the  Blake  because  a  15-inch  gape  is  compared  with  a  14-inch 
and  a  20-inch  gape  with  an  18-inch ;  and  on  the  other  hand,  to  the  Gates,  because 
the  Blake  is  crusning  to  3^  inches  diameter  and  5  inches  diameter,  while  the 
Gates  is  crushing  to  2^  inches  diameter. 

A  good  rule  to  remember  is  that  a  machine  of  either  class  uses  on  the  averi^ 
about  1  horse  power  for  every  ton  of  rock  crushed  per  hour  to  2^  inches  in  size* 

The  Gates  Iron  Works  have  made  tests  of  the  Gates  breaker  and  a  Blake  type 
of  breaker  manufactured  by  them.  The  rock  used  was  a  hard,  close-grained 
granite  with  a  compressive  strength  of  about  30,000  pounds  per  square  inch. 
It  was  in  lumps  as  large  as  the  machines  would  take.  The  results  are  given 
in  Table  32. 

TABLB  32. — OOMPARATIVB  TESTS  OF  SPINDLE  AND  JAW  BREAKERS. 
Abbrariatloiis.— H.  P. = horse  power;  In.=liichee;  Lbt.=pound8;  ]fiB.siiilDutee. 


Kind  of 


Gsfeei,  No.  0.. 


Ofttee,  No.  8. 
Blake 


In. 
4x88 

4x10 
7z48 
7x10 


width  of 
Throat 


In. 
lAtol 
iXto  M 
l^tol 


Revolu- 
tions 
of 
Driving 
PttUsiy 
per 
Hlnute(a) 


600 

flOO 
460 

no 


Kind  of 


OoiTa|Fated 


Kind  of 
Die. 


Smooth. 
Oormgated 

Smooth. 
Corrugated 


rial 
Used. 


1,000 
1,000 
tfOOO 
8,000 


mn. 


Capao- 
Ityper 
Hour. 


Lbs. 

18,000 

11,800 

46,000 

18,100 


Net 
Power 


Used. 


H.P. 
6.8 
8.1 
81.7 
18.46 


BeUU^ 
Worlc 

Used  la 
Crnah- 


100 
187 
100 
144 


(a)  To  get  the  rovohitlons  of  the  spindle  in  the  Gatea  machine  divide  bf  t^ 

The  ''Net  Power"  was  obtained  by  subtracting  the  power  used  in  running 
empty  from  the  total  power  used  in  crushing.  The  ''Relative  Work  Used  in 
Crushing'^  expresses  the  ratio  of  the  product  of  the  time  by  the  net  power  used. 
Sizing  tests  of  the  products  are  given  in  Table  33. 

TABLE  33. — SIZING  TESTS  OF  PRODUCTS  OF  SPINDLE  AND  JAW  BREAKERS. 


Gates  (4x88). 

Blake  (4x10). 

Gates  (7x46). 

Blake  (7x1(1). 

On^ineh 

8.(« 

7.(W 

6.(« 

9.V 

Through  8^  on  8-inch  .... 

6.8 

10.0 

17.6 

88.0 

^^  IT**  m"  ...  . 

84.8 

88.0 

87.0 

81.1 

••       IH"  1     " 

86.0 

88.8 

80.8 

17.8 

-    1   *'  \ir 

0.9 

8.4 

ife  *•  i-  - 

8.4 

2"    <  " 

0.8 

i  "    -u" 

8.8 

8  7 

JJlnch.. 

4.7 

7.8 

4.0 

lOO.Qjf 

lOO.Ojt 

m.Qji 

100.(V 

The  sizing  tests  show  that  the  extra  work  put  into  the  Blake  has  made  itself 
evident  in  the  increased  amount  of  fine  material.  The  author  has  given  these 
tests  as  the  best  reliable  data  of  what  the  machines  will  do,  rather  than  to  laud  the 
merits  of  any  particular  breaker,  and  in  studying  them  for  comparison,  the  reader 
should  bear  in  mind  that  while  they  appear  to  favor  the  Gates  breaker,  the  Blake 
was  handicapped  by  its  small  size,  low  capacity,  and  the  smaller  width  of  throat 
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The  author  believes  that  for  comparative  tests  the  capacities  should  be  more 
nearly  equal  and  the  tests  should  be  continued  over  a  greater  length  of  time. 
In  a  test  given  by  Bilharz/  the  results  appear  to  be  favorable  to  the  Blake  breaker 
over  the  Gates. 

§  64.  (e)  Size  and  Shape  of  Mouth. — The  gyrating  spindle  breaker  in  its 
annular  crushing  mouth  has  a  much  wider  opening  around  the  circle  and,  there- 
fore, a  much  greater  surface  acting  per  revolution,  than  that  of  the  jaw  breaker 
with  the  same  gape  of  opening,  that  is  to  say,  receiving  the  same  size  of  stone. 
The  advant^igeous  effect  of  this,  however,  is  reduced  by  the  fact  that  the  number 
of  gyrations  per  minute  of  the  spindle  breakers  is  less  than  the  revolutions  of 
the  jaw  breakers.  On  small  machines  the  jaw  breakers  have  a  small  area  of 
mouth,  while  the  spindle  breakers,  with  the  same  gape,  have  a  much  larger  area, 
owiug  to  their  annular  form  and  are  much  heavier  and  cost  more.  This  makes 
jaw  breakers  commendable  for  small  mills. 

§  65.  (/)  Distribution  of  the  Crushing  in  the  Mill. — Where  centralization  of 
the  rock  breaking  at  one  spot  is  desirable,  the  large  spindle  breakers  appear  to 
have  the  advantage,  but  where  the  process  is  better  carried  out  by  having  the 
rock  breaking  located  at  several  points,  this  advantage  disappears. 

At  Mine  44,  there  are  eleven  shafts  each  with  a  24 X  36-inch  Blake,  breaking 
to  12  inches  and  an  18  X  24-inch  Blake,  breaking  to  3  inches.  These  are  accom- 
panied by  grizzlies  and  hand  picking  of  nugget  copper.  One  large  spindle 
breaker  would  be  out  of  the  question  here,  because  the  graded  crushing  is  needed 
to  help  the  hand  picking  of  the  nuggets  and  two  large  spindle  breakers  instead 
of  the  two  Blakes  would  probably  not  be  so  economical. 

§  66.  {g)  Running  Cost, — The  Tables  29  and  30,  showing  the  estimated  cost 
of  crushing,  bear  out  the  commonly  accepted  idea  that  for  small  breakers  the 
jaw  pattern  has  the  advantage,  while  for  large  breakers  the  spindle  pattern  has 
the  advantage.  This  is,  of  course,  mainly  due  to  the  large  hoppers  which  can 
be  used  with  the  large  spindle  breakers  and  which  economize  labor. 

It  is  interesting  to  note  that  the  figure  representing  the  average  cost  per  ton 
for  wearing  parts  of  jaw  breakers  is  considerably  below  that  for  spindle  breakers. 
Whether  this  is  a  rule  or  merely  a  result  of  chance,  the  author  is  unable  to 
decide  without  further  tests  and  figures. 

The  advantage  of  the  large  spindle  machines  is  illustrated  by  the  experience 
at  the  Caledonia  Mill,**  where  a  No.  6  Gates  breaker,  tended  by  one  man,  crushes 
210  tons  of  ore  in  10  hours.  Three  No.  5  Blakes  formerly  required  20  hours  and 
5  men  to  do  the  same  work.  The  Gates  uses  about  the  same  horse  power  as  the 
3  Blakes.     The  saving  made  by  the  change  was  $27  per  day. 

In  regard  to  repairs,  the  jaw  breaker  would  seem  to  be  much  easier  of  access. 
The  spindle  breaker  would  probably  cause  fewer  repairs  on  the  building  and 
foundation,  as  it  runs  with  less  vibration  than  a  jaw  breaker.  It  is  for  this 
reason  that  it  can  be  placed  higher  up  in  the  mill  and  on  a  lighter  foundation. 

§  67.  {h)  Fine  Crushing. — The  claim  that  the  spindle  breaker  can  crush  finer 
than  the  jaw  breaker  for  the  same  gape  is  logical.  The  creeping  of  the  crusher 
head  upon  the  dies  or  concaves  will  prevent  packing  by  constantly  opposing  new 
surfaces  to  each  other,  while  the  limit  to  fine  crushing  with  the  jaw  breaker  is 
its  packing. 

§  68.  (t)  Friction, — In  comparing  the  two  breakers  as  to  the  friction  of  the 
mechanism,  we  have  in  the  spindle  breaker  great  journal  friction  on  the  driving 
pinion  bearing:,  and  upon  the  two  gear  hub  journals.  We  also  have  the  friction 
of  the  pair  of  bevel  gears.  On  the  other  hand  in  the  jaw  breaker  we  have  great 
journal  friction  divided  between  the  two  boxes  of  the  driving  shaft,  great  journal 
friction  on  the  eccentric  and  the  friction  of  the  togsrlcs.  No  data  exist  for  giving 
values  to  these  quantities.     Tabulated  for  comparison  they  are: 


§  69  PRELIMINARY  CRUSHING,  ^b. 

Blake,  Oates, 

{The  two  ) 

main  bearings    \       '^^^  pinion  pillow  blocks. 

Eccentric  ioumal  friction.  \  ^^^  P^^*^       I   \  The  ^prndle  eccentric  in. 

.^^ciiuii^  juuxnai  xii^wuii.  -^  eccentric.  )    (  ner  hub  journal  friction. 

Driven  support  journal  friction.     Swing  jaw  pivot.   {  S^.^^J^^.itop'joW: 
Transmitting  friction.  Toggle  sockets.         Gear  teeth  friction. 

§  69.  (;)  Continuous  Compared  with  Intermittent  Action, — Spindle  breakers 
are  continuous ;  that  is,  they  are  working  all  the  time.  Jaw  breakers  are  inter- 
mittent; that  is  to  say,  they  are  working  a  little  less  than  half  the  time.  To  make 
this  comparison  complete,  however,  we  must  introduce  the  amount  of  surface 
being  used  for  crushing.  The  complete  statement  will  therefore  be:  The  jaw 
breaker  is  crushing  with  its  whole  surface  for  nearly  half  the  time.  The  spindle 
bi-eaker  is  crushing  with  nearly  half  its  surface  all  the  time.  The  word  "nearly*' 
means  identically  the  same  thing  in  both  cases,  and  cuts  off  a  little  time  in  the 
former  case  and  a  little  surface  in  the  latter  while  the  grains  are  coming  to  a 
bearing. 

The  continuous  action  of  the  spindle  breaker  is  undoubtedly  a  mechanical 
advantage  to  the  credit  of  the  machine,  in  that  uniform  transmission  of  energy 
is  more  economical  than  intermittent. 

The  intermittent  machine  brings  in  the  element  of  stored  energy  which  is 
obtained  by  the  heavy  fly-wheels  and  high  speed.  The  higher  the  speed,  the 
greater  the  stored  energy,  and  the  less  the  variation  in  speed  and  consequently 
the  less  the  throb  which  is  sent  back  through  the  belts  to  the  engine.  If  a 
Blake  breaker  is  slowed  down  while  it  is  crushing,  its  lowest  limit  of  speed  will 
be  passed  and  the  machine  will  stop,  because  the  accumulated  energy  does  not 
add  enough  to  the  transmitted  energy  to  crush  the  rock.  Reasoning  the  other 
way,  the  faster  the  machine  revolves,  the  greater  is  the  ratio  of  the  accumulated 
to  the  transmitted  energy.  This  ratio  approaches,  but  never  reaches,  equality. 
This  would  indicate  that  the  faster  a  Blake  breaker  runs,  the  better  and  more 
economical  it  will  be  up  to  the  mechanical  limit  that  is  possible.  This  is  shown 
as  follows :  If  a  breaker  crushes  240  tons  in  24  hours,  this  at  60  revolutions  per 
minute  would  be  5.6  pounds  per  revolution,  while  at  300  revolutions  it  would  be 
1.1  pounds  per  revolution.  That  is,  the  variation  in  the  power  consumed  from 
instant  to  instant  and  in  the  speed  is  less  in  the  latter  than  the  former  case. 

LOG  WASHERS,  WASH  TROMMELS  AND  HYDRAULIC  GIANTS. 

§  70.  Log  washers  and  wash  trommels  are  disintegrators  of  clayey  ores,  and 
therefore  deserve  mention  in  this  chapter.  Since,  however,  their  chief  duty  is 
reparation  of  fine  material  from  coarse,  they  are  described  in  Chapter  VIIl. 
The  usual  purpose  of  hydraulic  giants  is  to  disintegrate  ore  in  place,  but  the 
author  has  treated  them  in  Chapter  VIII,  §  266. 
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lustrates several  forms  oif  spalling  and  cobbing  hammers    (like  Gallon). 

17.  Ibid,,  p.  694.     Description,  capacity  and  power  of  jaw  breaker. 

18.  Hunt,  R.,   (1884),  "British  Mining,"  p.  716.    Advantages  of  mechanical  over  hand 

breaking.  Capacity  and  power  for  different  sizes.  Best  material  for  jaws.  The 
Marsden   (Blake  type)   breaker  and  the  Marsden  fine  breaker  are  described. 

19.  Kirschner,   L.,    (1898),   "Erzaufbereitung,"   Part   I.,   pp.    18   and   32.     Breaking  by 
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20.  Kunhardt,   VV.   B.,    (1893),   "Ore   Dressing,"   p.   7.     Advantages   of   having  breaker 

separate  from  mill. 

21.  Lamprecht,  R.,    (1888),  "Kohlenaufbereitung,"  p.   10.     Description  and  capacity  of 

Brown's  spindle  breaker  and  of  Wolf's  jaw  breaker,  in  which  the  movable  jaw 
has  both  an  up  and  down  and  a  forward  and  back  motion,  and  the  stationary  jaw 
has  a  large  spring  behind  it  to  yield  in  case  of  need. 

22.  Linkenbach,   €.,    (1887),   "Aufbereitung  der   Erze,"   pp.    12   and    16.    Weights   and 

dimensions  of  spalling  and   cobbing   hammers. 

23.  Ihid,f  p.  28.     Description  of  Blake  type  of  breakers,  with  figures  on  capacity,  power, 

quality  of  product,  wear,  water  and  labor. 

24.  Lock,  A.  G.,   (1882),  "Gold,"  p.  1,000.     A  list  of  several  types  of  breakers. 

25.  Louis,    H.,    (1894),   "Gold   Milling,"   p.    96.     Essentials   of   a   good   breaker.     Best 

material  for  crushing  surfaces  and  best  method  of  fastening  them.  Short  descrip- 
tion, with  the  capacities  and  powers,  of  the  Blake,  the  Podge  and  the  Gates 
breakers. 

26.  Peters,  E.  D.,  Jr.,  (1895),  "Gopper  Smelting,"  pp.  89-100.    Comparison  of  hand  and 

mechanical  breaking  with  respect  to  fines  proauced  and  cost.  Principles  of  several 
breakers  are  given. 

27.  Rickard,  T.  A.,   (1897),  "Stamp  Milling,"  pp.  31,  79,  151,  213.     Advantages  of  rock 

breakers  over  hand  breaking  in  gold  mills. 

28.  Rittinger,  P.  R.  von,   (1867),  "Aufbereitungskunde,"  pp.  9,  13.    Describes  spalling 

and  cobbing  hammers. 

29.  Ibid.,  p.  23.     Refers  to  roasting  for  friability. 

30.  Ibid.,    (1870).  "Erster  Nachtrag,"  p.    3.    Description  of    breaker  of    Blake    type. 

Mathematical  discussion  of  pressure  of  jaws.  Advantages.  Description  of  breaker 
with  engine  combined.  Figures  on  capacity,  power,  labor,  cost  and  quality  of 
crushing.     Mechanical    versus   hand    breaking. 

31.  Rose,  T.  K.,  (1894),  "Gold/'  p.  93.     Description  and  capacity  of  Blake  and  Schrani 
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33.  Ibid.,  Vol.    VIII.,   (1879),  p.  551.     R.  P.  Rothwell.     Attendance  for  Blake  breaker 
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43.  Ibid.,  p.  733.    J.  Birkinbine  and  T.  A.  Edison.     Cost  of  crushing  by  Blake  system. 

44.  Ibid.,  Vol.  XVIII.,    (1889),  p.   263.    J.  M.   Desloge.     Comparison  of  eccentric  and 

lever  patterns  of  Blake  breakers.     Wrought  iron  used  for  jaw  plates. 
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removal  by  washing. 
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67.  Ibid.,  Vol.  XXV.,  (1895),  p.  903.    J.  V.  Lewis.    Heating  and  quenching  for  friabil- 

ity at  Corundum  Hill,  N.  C. 

68.  Ibid.,  Vol  XXVII.,    (1897),  p.  350.     F.  W.  Denton.     Crushing  plant  at  Minnesota 
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69.  Ann.  des  Mines,  Series  VI.,  Vol.  XIX.,    (1871),  p.  295.     A.  Henry.     Description  of 
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breaker. 
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ble  jaw  moving  up  and  down  in  front  of  a  roll. 
68.  Ibid.,  Vol.  XLV.,   (1886),  p.  158.     No  author.     Description  of  Blake-Marsden  coarse 
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7 J.  Ibid.,  p.  121.     No  author.    A  compound  jaw  breaker  with  sieve  attachment. 
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76.  Clay  Worker,  Vol.  XXVIl.,   (1897),  p.  351.     No  author.     Description  of  Champion 

breaker,  which  has  the  movable  jaw  pivoted  above,  motion  being  imparted  to  it 
through  a  cam,  lever  and  toggle. 
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CVIII.,   p.    100. 

80.  Deut.  Topf.  u.  Zeigl.  Zeii.,  (1891),  No.  41. 
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82.  Ibid.,  Vol.  202,    (1871),  p.  89.    No  author.    Description  of  the  improved  Marsden 
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83.  Ibid.,  p.  189.     No  author.     Description,  capacity  and  power  of  Codman  breaker,  in 
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84.  Ibid.,  Vol.  235,  (1880),  p.  260.     No  author.    Description  of  Brown's  spindle  breaker 

which  is  much  like  (jrates. 
86.  Ibid.,  pp.  424,  465.     No  author.     Description  of  Wolf's  breaker,  in  which  the  movable 
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behind  it. 
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96.  Ibid.,  Vol.  LXIII.,   (1897),  p.  371.    No  author.     Description  of  Dragon  breaker,  in 
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97.  Eng.  d  Min.  Jour.,  Vol.  IX.,  (1870),  p.  241.     No  author.     Description  and  capacity 
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98.  Ibid.,  Vol.  XL,    (1871),  p.   353.     No  author.     Description,  capacity  and  labor  for 
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99.  Ibid.,  Vol.  XJIL,   (1872),  p.  106.    G.  W.  Baker.     Figures  giving  capacity  and  cost 
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PRELIMINARY  CRUaHINQ.  69 

100.  Ibid.,  Vol.   XXII.,    (1876),  p.   311.    No  author.    Description,  power  and  capacity 

of  Blake  breaker. 

101.  Ibid.,  Vol.  XXIV.,    (1877),  p.  419.    No  author.    Description,  power  and  capacity 

of  the  Alden  breaker.  Both  jaws  are  pivoted  above  and  connected  below  by  a  con- 
necting rod,  which  is  given  a  horizontal  reciprocating  motion  by  an  eccentric.  This 
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102.  Ibid,,  Vol.  XXVI.,  (1878),  p.  184.     No  author.     Description  and  capacity  of  Brown's 

breaker,  a  spindle  breaker  from  which  the  Gates  was  developed. 

103.  Ibid.,  Vol.  XXVIII.,   (1878),  p.  63.     No  author.     Description  of  Phelps  breaker,  a 
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104.  /biei.,  p.  393.    No  author.    Description  of  Blake's  Challenge  breaker  with  toggles 
«     above  eccentric. 

105.  Ibid.,  Vol.  XXIX.,   (1880),  p.  84.    No  author.    Description,  capacity  and  power  of 

the  Buchanan  Universal  breaker.  Jaw  pivoted  above.  Motion  imparted  to  one 
jaw  by  eccentric  and  lever.  This  jaw  is  connected  u)  other  at  bottom  by  a  con- 
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106.  Ibid.,  Vol.  XXXV.,    (1883),  p.   360.     No  author.     Result  of  comparative  tests  on 

capacities  of  Gates  and  Blake  breakers. 

107.  Ibid.,  Vol.  XXXVI.,   (1883),  p.  147.     No  author.    Description  of  Comet  breaker. 

108.  Ibid.,  Vol.  XXXVII.,  (1884),  p.  43.     No  author.     Description  of  Buchanan  breaker, 

which  is  of  Dodge  type  and  has  toggles  above  eccentric. 

109.  Ibid.,  Vol.  XXXVm...  (1884),  p.  188.     T.  A.  Blake.     Same  as  A.  /.  M.  E.,  XIII., 

p.  210. 

110.  Ibid.,  Vol.  XXXIX.,    (1885),  p.   171.    No  author.    Description  of  a  multiple  jaw 

breaker  of  the  Dodge  type. 

111.  Ihid.,  p.  295.     £.  D.  Peters,  Jr.     Comparison  of  hand  veraua  machine  breaking  with 

regard  to  amounts  of  fines  produced.  Itemized  estimate  of  cost  of  crushing  by 
breakers. 

112.  Ibid.,  p.  297.    No  author.    Description  of  Griffiths'  New  rock  breaker.    Dies  are  in 

the  shape  of  a  trough,  while  the  shoe  has  a  cylindrical  corrugated  surface  on  the 
bottom  and  grinds  the  ore  by  a  backward  and  forward  rotation. 

113.  Ibid.,  Vol.  XL..  (1885),  pp.  257,  303,  350  and  382.    S.  R.  Krom  and  T.  A.  Blake.    Im- 

provements in  breakers  claimed  to  have  been  made  by  Krom,  and  discussion  con- 
cerning the  same. 

114.  Ibid.,    Vol.   XLI.,    (1886),   p.   213.    No   author.     Description   and   capacity   of   the 

Brennan  rock  breaker,  a  machine  of  the  Blake  type  with  toggles  above  the  eccentric. 
116.  Ibid.,  Vol.  XLIII.,    (1887),  p.  96.     No  author.     Description  of  the  Lancaster  rock 
breaker,  a  machine  acting  somewhat  like  the  Blake,  but  having  a  grinding  as  well 
as  a  crushing  action. 

116.  Ibid.,  Vol.  XLVL,   (1888),  p.  370.    T.  A.  Blake.    Details  of  Blake  breakers  in  the 

crushing  plant  of  the  Chateaugay  Ore  and  Iron  Co. 

117.  Ibid.,  Vol.  LI.,  (1891),  p.  87.     No  author.     Description  and  capacity  of  the  Buchanan 

granulator,  a  fine  breaker  which  has  its  movable  jaw  pivoted  below  and  its  toggles 
above  the  eccentric  Its  movable  jaw  is  split  in  halves  so  that  one  half  is  advanc- 
ing while  the  other  is  receding. 

118.  Ihid.,  Vol.   LIL,    (1891),  p.   638.    No   author.     Description   of   the  Lowry   spindle 

breaker. 

119.  Ibid.,  Vol.  LV.,   (1893),  p.  323.    No  author.     Description,  capacity  and  purpose  of 

the  Buchanan  granulator. 

120.  Ihid.,  p.  581.     No  author.     Description  and  capacity  of  the  American  rock  breaker. 

The  upper  end  of  the  movable  jaw  is  driven  direct  by  an  eccentric,  the  lower  is 
supported  on  a  tofirsrle.     This  gives  both  a  crushing  and  a  grindincf  action. 

121.  Ibid.,  Vol.  LVL,    (1893),  p.   106.    R.  A.  Hadfteld.     Same  as  A.  I.  M.  E.,  XXIII.. 

p.  171. 

122.  Ibid.,  p.  315.    No  author.    Description  and  capacity  of  the  McCully  breaker. 

123.  Ihid.,  Vol.  LVIL,  (1894),  p.  273.     No  author.     Description  of  Blake  type  of  breaker. 

made  by  Farrel  Foundry  and  Machine  Co. 

124.  Ibid.,  Vol.  LX.,   (1895),  p.  470.     No  author.    Description  and  capacity  of  the  New 

Comet  breaker. 

125.  Ibid.,  Vol.  LXL,  (1896),  p.  161.     No  author.     Description  and  capacity  of  the  Taylor 

hand  rock  breaker  for  samples,  in  which  the  movable  jaw  has  greater  motion 
upon  the  larger  than  upon  the  smaller  lumps. 

126.  Inst.  Civ.  Enq.,  Vol.  CVIII.,  (1892),  p.  100.     A.  H.  Curtis.     Description,  power  and 

capacity  of  Blake  (pitman)  and  the  Gates  and  Comet  breakers.  Description 
of  the  Dodge  and  the  Marsden   (lever)  breakers. 

127.  Ihid.,  p.   167.    J.  P.  Ogle.     Advocates  a  fine  jaw  breaker. 

128.  Ibid,,  p.  170.    W.  Beaumont.    Description  of  Cole's  stone  breaker. 
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129.  Ihid.,  p.   178.    M.   Bellom.    Descriptions,   details,  power  and  capacity  of  Schranz 

breaker. 

130.  Ihid,,  p.    179.  R,   Bolton.    Description   of  Lancaster  breaker. 

131.  Ibid.,  p.  182.  R.  £.  Ck)mman8.    Advantages  of  Schranz  breaker. 

132.  Ihid.,  p.  186.  R.  A.  Hadfield.    Ck>mparison  between  ordinary  steel  and  manganese 

steel  for  jaw  plates. 

133.  Iron  Age,  Vol.  LI.,   (1893),  p.  12.    No  author.    Description  of  the  Lowry  breaker. 

134.  Iron  d  Steel  Inst.,  (1884),  Part  II.,  p.  694.    T.  A.  Blake.     Outline  of  Blake  system 

of  fine  crushing. 

135.  Ibid.,   (1886),  Part  II.,  p.  705.     S.  R.  Krom.    Abstract  from  A.  I.  M.  E.,  XIV.,  p. 

497. 

136.  L.  Superior  Min.  Inst.,  Vol.  III.,  (1895),  p.  93.     H.  J.  Wessinger.    CJost  of  crushing 

hard  hematite  at  the  Minnesota  Iron  mine. 

137.  Mech.  Mag.,  Vol.  XCIII.,  p.  8. 

138.  Ibid.,  Vol.  XCIV.,  p.  457. 

139.  Min.  Jour.,  Vol.  XLI.,   (1871),  p.  58.    J.  Darlington.    General  article  on  breakers. 
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CHAPTER  111. 

EOLLS. 

Final  Ckushing. — Chapters  III.  to  VI.  inclusive,  deal  with  Rolls,  Steam 
Stamps,  Pneumatic  Stamps,  Spring  Stamps,  Gravity  Stamps  and  Grinders. 
Many  of  these  machines  are  used  not  only  for  final  crushing  but  also  for  auxiliary 
crushing. 

§  71.  Principles  and  Purpose  of  Rolls. — Crushing  rolls  consist  of  two  iron 
cylinders  AA,  (Fig.  36),  revolving  upon  the  shafts  BE  in  the  direction  of  the 

arrows  and  acting  upon  the  lump  of  ore  C  on 
the  principle  of  the  toggle  joint.  The  revolving 
rolls  being  held  in  position  in  their  journals, 
act  radially  upon  the  lump,  gradually  drawing 
it  toward  the  narrowest  space  between  them,  and 
finally  breaking  it  by  virtue  of  a  compressive 
force  superior  to  the  breaking  strength  of  the 
lump.  The  ore  is  therefore  broken  by  compres- 
sion. 

FIG.  36. — PRINCIPLE  OF  ROLLS.        These  machines  receive  ore  from  the  rock 

breakers  or  middlings  from  the  jigs  and  crush 
to  sizes  that  are  suitable  for  severing  the  rich  minerals  from  the  waste 
preparatory  to  the  washing  machines.  Since  they  act  on  the  principle  of  crush- 
ing by  direct  pressure  and  since,  when  they  are  set  to  crush  to  any  particular 
size,  the  particles  smaller  than  that  size  can  tumble  through  without  being  further 
crushed,  rolls  yield  a  very  small  percentage  of  fines,  and  are  therefore  especially 
adapted  to  crushing  galena,  chalcopyrite,  blende  and  all  the  soft  brittle  ores, 
producing  from  them  the  minimum  amount  of  fines. 

Rolls  when  crushing  malleable  substances,  as,  for  instance,  native  copper,  native 
silver,  etc.,  or  homsilver  and  minerals  of  like  character,  may  either  help  or  hinder 
the  dressing.  Three  examples  of  this  are  given.  (1)  The  fiattening  of  grains 
which  are  malleable,  while  the  brittle  rock  is  broken  to  a  smaller  size,  may  be 
made  a  direct  means  of  concentration  by  screening  out  the  fiattened  cakes  from 
the  finely  broken  rock.  (2)  On  the  other  hand  in  crushing  native  copper  rock 
by  rolls  it  is  found  that  copper  is  liberated  from  its  rock  in  leaves,  flakes  and  thin 
arborescent  forms,  wholly  unsuited  to  jigging,  causing  great  waste  in  the  tailings. 
(3)  In  crushing  native  gold  ore  by  rolls  the  gold  fails  to  be  brightened  pre- 
paratory to  free  amalgamation,  the  thin  flakes  fail  to  be  broken  up  preparatory 
to  concentration,  and  finally  it  is  difficult  to  reduce  the  ore  to  a  sufficiently  fine 
state  of  division  to  liberate  the  gold.  Rolls  therefore  do  not  find  favor  for  crush- 
ing gold  ores  preparatory  to  amalgamation. 

While  this  machine  depends  upon  simple  principles,  it  has  reached  a  posi- 
tion of  such  importance  in  concentration  that  every  piece  of  metal  entering  into 
its  construction  and  every  principle  controlling  its  action  has  been  the  subject 
of  much  study.     These  parts  and  principles  will  now  be  considered. 

5  72.  Classification. — In  the  first  place,  a  classification  is  here  attempted 
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in  the  hope  of  bringing  to  light  any  fruits  of  natural  selection  resulting  from 
the  empirical  method  which  has  been  generally  employed  in  developing  this  class 
of  mill  machinery.  Rolls  may  be  divided  into  four  classes  according  to  the 
work  they  have  to  do. 

I.  Rolls  which  crush  the  Product  of  a  Breaker. — The  coarsest  product  going 
to  the  rolls  of  this  class  contains  grains  ranging  from  63.5  mm.  to  0 ;  the  Anest, 
grains  from  12.7  mm.  to  0.  Perhaps  the  most  common  contains  grains  ranging 
from  38.2  mm.  to  0.  These  products  are  not  sized  but  the  rolls  take  the  coaise 
and  fine  materials  as  they  come. 

II.  Rolls  which  crush  the  Oversize  of  a  Coarse  Trommel  Fed  by  a  Breaker, — 
The  coarsest  product  fed  to  these  rolls  contains  grains  ranging  from  63.5  mm.  to 
8  mm. ;  the  ^lest^  grains  ranging  from  8  mm.  to  3.6  mm.  The  fine  stuff  in  all 
cases  has  been  sifted  out. 

III.  Rolls  which  crush  the  Product  of  a  Preceding  Pair  of  Rolls  from  which 
the  Fines  may  or  may  not  have  been  removed. — These  are  generally  called  the 
No.  2  rolls  in  a  mill.  The  distinctive  feature  of  the  feed  is  that  while  its  largest 
size  of  grain  may  range  from  30  to  60  mm.  in  diameter^  it  has  only  a  few  scatter- 
ing grains  of  that  size.     The  most  of  its  grains  are  smaller. 

IV.  Rolls  that  are  crushing  Jig  Middlings. — ^The  feed  of  these  rolls  runs  as 
high  as  40  mm.  and  as  low  as  4  mm.  for  its  maximum  size,  and  in  many  instances 
it  has  some  admixture  of  very  fine  grains.  This  product  is  generally  a  difiicult 
one  to  crush,  as  it  contains  the  hardest  grains  of  gangue,  and  the  freeing  of 
included  grains  by  these  rolls  is  much  less  perfect  than  with  the  others,  because 
the  most  friable  grains  were  mostly  freed  by  the  earlier  crushing. 

Table  34  gives  the  feed  and  the  product,  as  well  as  some  of  the  dimensions  and 
capacities  obtained  from  rolls  in  the  mills  visited  by  the  author.  It  also  shows 
the  class  to  which  they  belong. 

§  73.  Maximum  Size  of  Peed  to  Eolls. — By  inspecting  Table  34  we  see 
that  while  63.5  mm.  or  2.5  inches  is  a  maximum  feed  to  rolls,  they  are  rarely 
fed  with  lumps  larger  than  38.1  mm.  or  1.5  inches;  and  that  while  it  is  common 
to  feed  fine  dust  to  rolls  because  it  is  easier  to  do  so  than  to  sift  it  out  before 
feeding,  only  one  instance  occurs  of  feeding  anything  finer  than  2.12  mm.  or 
0.083  inch  diameter  with  the  intention  of  further  reducing  its  size,  and  that 
is  in  Mill  31,  where  the  middlings  of  the  jig  treating  the  product  from  the  third 
spigot  of  a  hydraulic  classifier,  which  is  led  with  2^  mm.  to  0  grains,  are  sent 
to  rolls.     This  product  is  probably  as  fine  as  1  mm.  in  diameter. 

§  74.  Genebal  Construction. — (See  Pigs.  48  to  52.)  The  chief  parts  which 
enter  into  the  construction  of  a  pair  of  rolls  are  a  pair  of  shafts  upon  which 
are  usually  mounted  permanent  cores  of  soft  cast  iron  carrying  shells  of  hard 
iron,  which  constitute  the  crushing  surfaces.  These  two  shafts  are  of  two  kinds, 
one  revolves  in  fixed,  the  other  in  movable  boxes.  The  movable  are  held  up 
toward  the  fixed  boxes  by  powerful  springs  or  by  levers  and  weights,  the  degree 
of  approach  being  regulated  by  shims  between  the  boxes  or  by  compression  bolts. 
All  the  boxes,  springs  and  shims  rest  upon  a  strong  cast-iron  frame.  The 
springs  are  held  up  to  their  work  by  strong  bolts  or  by  the  tensile  strength  of 
the  frame.     The  shafts  are  driven  by  gears  and  pulleys  or  directly  by  pulleys. 

§  75.  Frames. — The  working  parts  of  rolls  are  placed  upon  frames  of  cast 
iron.  These  may  be  either  two  separate  parts,  the  one  carrying  the  two  boxes 
at  one  end  of  the  roll  shafts,  the  other  carrying  the  other  two  boxes,  as  in  Fi^. 
49d;  or  the  two  frames  may  be  united  by  two  pieces  across  the  ends,  in  which 
case  the  four  parts  are  all  made  into  one  casting,  as  in  Pig.  49c.  This  latter 
construction  is  much  to  be  preferred,  since  the  settling  of  the  mill  building  will 
not  disturb  the  alignment  of  the  shafts  and  boxes.  The  former,  sectional,  form 
is  preferable  where  transportation  is  made  on  mule  back. 
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TABLB  34. — OENBRAL  TABLE  OF  BOLL  DATA  FBOM  THE  MILLS. 

Abbreriationi.— BI.=BUke  breaker;  Cap. = Capacity:  Eft. = Estimated;  Q.=Oate8  breaker;  gr.si^iszly; 
iLshoura;  lD.=Iiiches;  J.  M.=  Jig  middlings;  I A=Lowr7  breaker;  mag.smainietio;  max. s=  maximum;  mid.= 
middlings;  Or.soversize;  (S.)=8ectional:Tli.= through;  No.=number;  tr.stromnoel. 
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From  Blake. 

Th.  Bl..  fi  in.,  on  No.  1  tr.,  M  in. 

Jig  midmings  through  ^  in. 


Th.  Bl.,  1  in.,  on  No.  1  tr.,  2 

Through  Blake,  1  in. 

Jig  middUngs,  1  to  0.09  in. 

(5) 

(c> 
Th.  Bl.,  min..onNaltr.,0.141  in. 
Through  Blake. 
Oversoe  No.  1  trommel,  8  mesh. 

(«) 
Overslse  of  No.  x  trommel,  0.2C8  in. 
Jig  middUngs,  0.268  to  0.060  in. 
Through  Blake,  1  in. 
Oversiae  No.  1  trommel,  0.177  in. 
Through  Krom  breaker,  1  in. 

(«) 
Through  Blake,  m  in. 

(i) 
Th.  Bl.,  H  in.,  on  No.  1  tr.,  10mm. 
Ov.  No.  2  tr.,  7  mm. ;  J.M.,10  to  0  mm. 
Th.  Bl.,  lU  in.;  Qv.  No.  1  tr.,  6  mm. 
Jig  skimmings,  6  mm.  to  0. 
From  Dodge  breaker,  1  in. 
Overeise  No.  2  trommel,  0.224  in. 
Th. Bl.  IH in* on  No.  1  tr.,  1^ in- 
Jig  taUings,  K  to  ||  in. 

J.M.,16  to  6  mm.  ;Ov.No.8  tr.,8^  nun. 

llirough  Blake,  17  mm. 

Oversize  No.  1  trommel,  8  mm. 

Th.  Ne>.  1  tr  ,  8  mm.,  on  No.2  tr.,6  mm. 

Th.  er.,  Ui  m.;  Th  O.  or  Bl.,  8^  in. 

Th  No.  1  r<i]is  on  No.  1  tr.,26  mm. 

Ji^r  niiil4]lin^%  25  to  7  mm. 

J.M  ,  7  to  i>  nitn.;Ov.  No.  8  tr.,  6  mm. 

Tltruutrh  Bkike,  \yi  in. 

Jii?  TTii>i>11JFi(;>i,  lUiD.  to  4  mm. 

J.  M..  4  tiHTu  to  0;  J.M.,ni  mm  to  0. 

Th,  Bl.,  1^  In.;  Th.  gr.,  fftin. 

Ji^  initlilUrtt.^,  l^in.  to  8  mm. 

Jij^  inuklliM^s,  8  to  5  mm. 

Ji^  iTiUMiJnK!^  5  to  2  mm. 

Th.  RL  1  in.,  on  No.  1  tr.,  0.5  in. 

Ji^  irii<1>ilin^3,0.5in.  toO 

Th   f-'T  ,  Hi  i  Q. .  Th.  G.,  1^  in. 

O.  ^'  '         .i.^mm.;J.M.,15tollmm. 

Ji  riK^^  11  toSmm. 

Th.  grissly,  1  in.;  Th.  Gates,  1  hi. 

(m) 
Through  Blake. 

Ot.No.  1  tr.,  0.5  in. ;  J.M.,0.5  toO.81  In. 
Jig  middlings,  0.81  in.  to  0. 
Th.  O.,  U4  in.;  Ov.  No.  1  tr.,  26  oun. 
Jig  middlmgs,  25  to  20  mm. 
Jig  middlings,  20  to  8  mm. 
J.  If.,  10  to  8  mm.;  Ov.  No.7tr.«7mm. 
Jig  middlings,  IH  to  M  in* 
Jig  middlings,^  to  f^ln. 

(n) 

(o) 
Jig  tailings,  15  to  8M  mm. 
From  No.  8  Blake,  1  in. 
Jig  middlings,  20  to  7  ami. 
J.  U.,  7  to  8  mm.;  J.  M.,  3  to  0  mm. 
Through  No.  2  breaKor. 
From  No.  1  rolls. 
Jiffmiddlhigs,MtoH<n. 
J.  H  ,9Ji  to%  hi.;  Or.  No.  5  tr.,  ^  hL 
Jig  middlings,  through  Wi  in. 
JJH.,  M  hi.  to  0;  Or.  No.  6  tr.,  0.1  in. 
J.M.,l5i.to8i: 


B  mm.;  Ov.No.2  tr.,8  mm. 


Product  to. 


Hand  jig. 

No.  1  trommel,  U  in. 
No.  1  trommel,  ^io. 
No.  1  trommel,  2  mesh. 
No.  1  trommel,  0.487  hi. 
it  it  «« 

No.ltr.,20,10.2mm.(S.) 
No.  1  trommel,  15  mm. 
No.  2  trommel,  0.068  in. 
No.  1  trommel,  8  mesh. 
No.  2  trommel,  5  mesh. 
No.  2  trommel,  0  852  in. 
t*  *t  t. 

No.  6  trommel,  0.060  in. 
No.  1  trommel,  O.ITT  in. 

4t  «t  t« 

No.  1  trommel,  12  mm. 

U  ««  tt 

No.  1  trommel,  7  mm. 

»«  u  t* 

No.  2  trommel,  7  mm. 

»t  »t  t4 

No.  1  trommel,  6  imn. 

Jigs. 

No.  2  trommel,  0.284  hi. 
»t  tt  tt 

No.  2  trommel,  %  in. 
No.  0  trommel,  i|  in. 
No.  2  trommel,  10  mm. 
No.  8  trommel,  8fi  mm. 
No.  1  trommel,  8  mm. 

No.  8  trommel.  6  mm. 

No.ltr.,85,15,10mm.(S.) 
tt  tt  tt 

tt  t.  tt 

No.  8  tr.,  5, 2U  mm.  (8.) 

No.  1  tr.,  18, 15, 9  mm.  (8.) 

No.  8  trommel,  8U  mm. 

No.l  tr.,18,8mm.(S.) 

No.  4  tr.,  5, 8  mm.    (8.) 

tt       '  tt  tt 

t«  t«  u 

No.  1  tr.,  0.6, 0.81  in.  (8.) 

No.  8  tr.,  0.8,  0.18  hi.  (8.) 

No.  1  trommel,  15  mm. 
tt  tt  tt 

No.  h  trommel,  8  mm. 

No.  1  trommel,  16  mm. 

No.  5  trommel,  2U  mm. 

No.  1  trommel,  0.5  in. 
tt  tt  tt 

No.  8  trommel.  0.8  in. 
No.  1  trommel,  25  mm. 


No.  7  tr.,  7,  8  mm.  (S.) 
No.  2  trommel,  %  in. 

No.  6  trommel,  SA^  mm. 
No.2  tr.,1^  hi.,15  mm.(8.) 

No.  1  trommel,  20  mm. 
»t  tt  tt 

No.  6  trommel,  8  mm. 
No.  8  rolls. 
No.  1  trommel,  9^  in. 
No.  2  trommel,  f§  in. 
No.  5  trommel,  }a  in. 

U  tt  •« 

No.  6  trommel,  0.1  in. 
No.  2  trommel,  8  mm. 


Close. 
Close. 

ClOM. 

Close. 
Close. 
Clo^te. 


Close. 

Close. 

0.4 
aose. 


Close. 


Close. 


Close, 


Close 
Close. 
Close 
Close 
Close 


24 
24 
16 
«7 
24 
80 
80 
87 
87 

S^ 
80 

80 

SO 

86 

86 

86 

86 

26 

80 

81 

a 

81 
86 
84 
30 
24 
36 
84 
84 
81 
36 

ao 

30 
80 
80 
30 
30 
30 
86 
86 
84 
20 
80 
86 
86 
80 
48 
86 
86 
86 
80 
86 
HO 
80 
80 
30 
SO 
30 
80 
30 
88 
80 


100 


75 
90 


100 
180 

8U 

80 

88(M 
40 


84 
84 

48 
60 
43 
100 
40 
85 
45 
40 


55 

00 
60 
24t£ 

s^ 

48 


^1 
It 


100 
60-80 


8 

6 

8(fc) 


10 


Cap.  per 
84  h. 
Toils. 

(a) 


800 


40 


70 
50 
880 


100 


800 


800 


65 


700 
450 
800 
800 


180         I 

n 

IV 

n 
I 

IV 
1,1V 

n,iv 
n 
I 
ni 
n 
m 

IV 

I 
m 

I 
ra,  IV 

in,  IV 
n 
190  in,  IV 

IV 

I 
m 
n 

IV 

iv 
I 

ni 
u 
I 

m 

IV 
IV 

I 

IV 
IV 

I 

IV 
IV 
IV 

n 

IV 

I 

IV 

I 

IV 

n 

IV 
IV 
IV 
IV 
IV 

rv 
rv 

IV 

I 

IV 
IV 

I 
m 

IV 
IV 
IV 
IV 
IV 


§  76  ROLLS.  ^  M 

TABLE  34.^-GENEBAL  TABLE  OF   ROLL   DATA   FROM   THE   MILLS. — Concluded. 


S-2 

s 


90 


Tb.  Bl.,  lU  in.,  <m  No.  1  tr.,  4 
ThrouRh  BlalDMM  i^. 
OreraiseNa  1  trommel,  O-SMin. 
Throagh  Blake,  m  In. 
Ovenise  of  No.  1  tr.,  S  and  4  metlt 
ThrouRh  Blake,  m  in. 
Orerslie  of  No.  1  trommel,  8 
Th.  L.,  94  in.;  Th.  No.  1  tr.,  1  in. 
Orendxe  No.  9  trommel,  1  to  A  te- 
Mid.  of  ma^.  separator,  A  in.  to  0. 
Fkv>m  Buchanan  line  breaker,  1  in. 
From  No.  1  rolls. 
(See  text,  1101  e(Mg.) 
Th.  Bl.,  M  in.,  on  No.  9  tr.,  M  fai. 
Tb.No.9  vc.M  in.,on  No.8  tr.,  0.060  in. 
Tli.No.9  tr..a  in.  ,on  Na4  tr.,  a068  in. 
Through  nake,lH  in. 
(4) 


Frodnet  td 


No.  1  troounel,  4  mesh. 
Ko.  1  tronmiel,  0.894  in. 

U  M  tl 

No.  1  tr.,  8  and  4  mesh. 

»»  M  »« 

No.  1  trommel,  8 

l«  M  »t 

No.  9  trommel,  A  in, 


No.  9 1 

No.  9  trommel  (p) 


No.  8  trommel,  0.000  In. 
No.  4  trommel,  0.068  taL 


Log  1 

Na  1  trommel,  6  mm. 


Cl^. 

ClOHe. 

Cl^. 
Close, 
aose. 
Close. 


Close. 
Close. 
Close. 


80 
40 

2** 


90 
100 
100 
100 
180 


84 

180 
180 
S5 
80 


Cap.  per 

Mh. 

Tons. 

(a) 


75 


ClsM. 


n 

I 
m 

I 
m 

I 
m 

I 
in 

IV 

I 
m 


n 
n 
n 

I 
m 


(a)  Actual  capacitj  is  what  the  rolls  actually  do  in  94  hours;  maximum  capacitj  is  what  it  is  estimated  thej 
would  do  If  nm  at  their  maximum  capacity,  (b)  Through  Blake,  90  mm. ;  No.  1  Jig  tailings,  90  to  10  mm. ;  No.  9 
JW  middlings,  10  to  9  mm.  (c)  Through  No.  1  trommel,  15  mm.  on  No.  9  trommel,  10  mm.;  Jig  middlings,  10 
to  0  mm.  (d)  One  roll  makes  44  revolutions,  the  other  45.  (e)  Through  grissly,  IH  Inches,  and  Blake,  1^  inches, 
on  Nol  1  trommel,  0.968  Inch,  if)  108  revolutions  per  minute  caused  ezoessfve  wear,  ig)  40  tons  for  hard  ore, 
80  for  soft.  (Jk)  At  85  revolutions  the  rolls  became  glased.  (<)  O  versiae  No.  1  trommel,  19  mm. ;  Jig  middlings, 
19  to  8  nun. ;  poor  sand  from  tninking  machine ;  poor  settling  table  heads,  (j )  Oversiae  No.  1  trommel,  7  mm. ; 
Jig  tailings,  7  to  8  mm.;  Jig  middlings,  8  to  0  mm.  (k)  This  is  the  result  of  actual  measurement  (1)  Through 
Dodge,  134  inches,  on  No.  1  trommel,  40  mm.;  Oversise  No.  9  trommel,  16  mm.;  Jig  tailings,  40  to  60  mm. 
(m)  Jig  middlings,  95  mm.  to  sand;  Oversiae  No.  5  trommel,  9^  mm.  (n)  Jig  middlings,  %  inch  to  3^  mm.; 
Oversiae  No.  6  trommel,  %^  mm.  (o)  Jig  tailings,  IH  Inches  to  15  mesh;  Oversise  No.  9  trommel,  1^  inches. 
(P)  This  varies  from  }i  inch  down  to  90  mesh.    («)  Oversiae  No.  1  trommel,  8  mm.,  whkh  treats  No.  1  roll  stuff. 


§  76.  Shafts. — They  are  usually  of  mild  steel  or  wrought  iron,  as  shown  in 
Table  40,  occasionally  of  cast  iron.  The  greatly  added  weight  of  cast  iron  tends 
to  offset,  by  heavy  axle  friction,  the  advantage  of  the  cheaper  material.  It  is 
best  to  have  but  two  bearings  for  a  shaft,  since  with  three  bearings  the  shaft 
causes  greater  friction  if  it  gets  out  of  line.  In  some  cases,  however,  where  an 
overhanging  pulley  or  gear  is  so  heavy  as  to  cause  excessive  strains  in  the  shaft, 
it  is  necessary  to  have  three  bearings. 

§  77.  The  Cbushinq  Cycinders  are  made  either  of  one  solid  casting  bored 
to  fit  the  shaft,  all  of  which  must  be  discarded  when  the  surface  is  worn  off; 
or  they  consist  of  a  permanent  central  core  of  soft  iron  which  is  forced  on  the 
shafts  by  hydraulic  pressure,  and  to  the  trued  surface  of  which  a  movable  shell 
or  wearing  part  is  fastened.  The  former  method  is  now  pretty  much  abandoned, 
even  where  the  foundry  is  next  door. 

S.  B.  Krom  makes  his  core  and  tires  as  follows :  The  core  is  in  two  parts  (see 
Fig.  37),  each  a  little  less  than  half  the  length  of  the  face  of  the  roll  shell; 
they  are  slightly  conical,  having  their  lesser  diameters  inward.  One  part  is 
shrank  on  permanently  to  the  shaft  and  fixes  the  position  of  the  roll,  the  other 
is  drawn  into  place  by  four  powerful  draw  bolts.  The  inside  of  the  tire  has  two 
corresponding  conical  surfaces.  The  movable  half  core  is  split  on  one  side, 
which  springs  enough  by  the  pressure  of  the  tire  to  tightly  hug  the. shaft.     The 
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§  78 


cores  are  lightened  by  substituting  a  design  with  hub,  with  eight  heavy  spokes 

and  a  tire,  for  the  solid  casting.  This  form  is  now 
quite  generally  adopted  by  other  manufacturers. 
The  half  cores  should  not  be  so  narrow  as  to  leave 
any  considerable  part  of  the  tire  unsupported  in 
the  middle,  that  is,  not  over  4  or  5  inches. 

§  78.  Roll  Shells  or  Tires. — ^The  thickness 
of  the  shell  varies  from  2  to  5^  inches,  tho  width 
and  diameter  are  matters  of  design,  and  will  be 
taken  up  later.  (See  §  89  and  §  90.)  An  idea  of 
the  sizes  used  may  be  gained  by  reference  to 
Table  35.  The  crushing  surfaces  are  either  those 
produced  in  the  foundry  or  they  are  turned  down 
in  a  lathe  to  true  cylinders.  The  inside  surface 
of  the  shell  is  generally  turned  slightly  conical  to 
fit  the  core.  In  Mill  10  this  difference  in  inside 
diameter  amounts  to  \  inch  in  14  inches  of  width. 
Other  measurements  can  be  found  under  Mills 
24  and  30,  in  the  table.  To  make  this  inside  turn- 
ing easy  in  chilled  cast-iron  shells,  gibs  or  staves  of  wrought  iron  are  placed  in 
the  moulds  and  the  shells  cast  around  them.  For  example.  Mill  35,  roll  No.  1, 
has  eight  soft  gibs  of  wrought  iron.     These  soft  staves  can  be  turned  to  conical 


FIG.  37. — krom's  method  op 

ATTACHING   ROLL   SHELLS. 


TABLE    35. — ^ROLL   SHELLS. 

Abbreviations.— Act. sractual:  Cap. = capacity:  C?h.  L=chilled  iron;  Chr.  S.sch'-ome  steel;  Ch.  S.=chired 
steel;  C.  orR.  8.=ca8t  or  rolled  steel:  C.  S.= cost  steel:  D.=Dry;  Est. = Estimated;  F.  S.=For»Bd  steel;  H.= 
hours;  H.  S.=Hammered  steel;  In.sinches:  M.  S.sManganese  steel;  O.  H.  R.  S.=Open  hearth  n  lied  steel; 
R  8.=rolledsteel;  R.  T.  S.=Roll  tire  steel:  8.=Steel;  S.  S.= Semi -steel;  W.=Wet. 


flO 


28 


S7 


112 
122 

218 


86 
86 

86 

24 

224 


8 


8 
8 

8^ 


4(c) 

He) 
8 


Material. 


C9lL 


C9lL 


as. 

H.  & 
M.S. 
H.S. 
M.  S. 

c.a 


Chr.  S. 

O.H.RS. 
Ch.  L 
Ch.L 
Ch.  S. 

Ch.  L 

tt    it 


Cor  R.S. 
»»     *t 
tt     tt 

Chr.  S. 


Weight  of  both 
Shells.    Pound-i. 


Cost 

per 

Pound 

Cents. 


New. 


1,250 
800 


1,600 

1,600 

800 

800 


(d)l,7ll 

(d)l,711 

(d)628 

2,000 

1,700 
8,200 
8,200 


1,800 
1,780 
5  2,660 
{(02,442 
2,660 
8,200 
8,200 
8,200 
2,852 


Old. 


800-4i00 
800-500 


(d)868 
(d)268 


1,000 

l,i 

2,095 

2,096 

2,442 

700 

700 

800-400 


9.8 
10 


LIfa 


Days.        Tons. 


20-80 
180 


2,500^750 


72 

(a)2,847 
540 


00-800 

90-800 

180-S50 

460 

860 
540 
600 


106 
120 
480 
860 
860 
180 
180 
60 
120 
90-100 


720 
141,000 
21,000 


j  (6)18,400 

1      27,600 

9,000 

106,000 


7,600 
14,500 
45,000 
40,500 

6,000 
18,000 
18,000 
10,000 

9,000 

8,000 


^w 


50 
125 


40 


60 
45 
100 


100 
60-80 


(e>10 
60 
25 
200 


100 


75 
142 

[l05 

60 
100 
100 
200 
150 


Wear  per 
Ton.    Pounds. 


Gross. 


0.400 


2.222 

0.0057 

0.0879 


J  0.1901  to 
0.0570 
0.2728  to 
0.0616 


j  (6)0.1087 
*      0.0785 
0.1804 
0.0296 


0.1738 
0.1227 
S  0.0591 
10.06S9 

(i) 

0.2461 
0.2461 
0.820 
0.8109 
0.8666 


Net, 


0.2720 


(6)0.038 


U  1603  to 
0.0481 
O.aWto 
0.0687 


0.010 
0.0358 
0.0126 
0.0042 


0.1928 
0.1928 
0.285 


Gross 
Cost 

■Kn. 
Cents. 


(6)1.066 
0.7101 
1.804 
0.1111 


0.5688 

0.8969 

0.192 

0.196 

1.441 

1.7227 

l.7iS7 

2.24 

1.9014 

2.189 
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67 


1 

] 

2 
1 

S 

s 

4 

1 

2 
S 
1 
*2 

1 

1 
3 
3 

J 

i 

1 

3 

^ 

4 
1 

S 

1 
a 

1 
s 

t 

4 
1 
I 
1 
1 
t 
1 
2 
1 
s 
1 

3 

] 
S 

s 

li 

30    1 
90    1 

U   I 

m  I 
n  ] 

3H    ] 
M    1 
M    1 
S]     ] 

m  1 
[III  1 
:v)  J 
au    1 
20    1 
mi  1 
30    1 
so  ] 
m  I 

in  1 

m  1 

90  t 
SO   t 
4&   1 

an  1 
m  I 
m  J 

so  1 
as  1 

sc»  t 

30    1 

m  1 

30   1 

^  ] 

ao  1 

so  ] 
87    1 
SO    11 

as  1 

30    1^ 

m  J 
^  1 

30    1 
:*>    1 

30    U 

Sii 

91  11 

III 

^1 

JiAterUU. 

WfiBrUof  both 
Sheila,    Foundfl. 

Cost 

per 

Pound 

Oenu. 

Life. 

Wear  per 
Tod.    PouDda. 

GrOM 
Co*t 

Cents. 

New. 

Old. 

Days. 

Tons. 

Ctran. 

Ket. 

4  n 
n  a 

4     (o) 
1     (a) 

^     (o) 
8   3 

A    4 

0, 
0. 

u. 
w. 

w. 

w. 

w. 

w, 
w. 

D, 

w. 
w. 

jCh.L 

(pM'tl.  I. 

1  tp)C.  8. 

14       It 

2.(300 
g,QO(J 

[    L7U0 
i    2.300 

i    1,7» 
«,000 

i.eoo 

2,700 
2J(J0 

]^ 

ipmi 

240 

3UU 
£10 

280 
112 

2i4 
16B 

S,400 

m>  7.000 

8.000 

so,ooo 
ig,ooa 

30,000 

«,fiO0 

3».00Q 
10,000 
14,000 
30,000 
*i,000 
45,1X10 
4&.00Q 

24 
»75 
flfl 

SfiO 

30 
200 

"fiUO 

a&o 

150 
150 

}OJ90G 

^^6oa 

O.OGS 
0.DM4 

0.0738 

0.2G15 

0.0520 

0. 12UI 

0.K5; 

O.OSO 

0.060 

0.02^ 

O.0fi»9 

1  018 

W 

1171 

m 

0.312 
0.001 

m 

0.5133^ 

at 

BOO 

eoo 

600 
900 
700 

OC«t« 
0  0000 
0.04S2 
0.000 
O.IWO 
0.0178 
0.0178 

3S 

(r)ll> 

into 

m 

90 
300 
300 

0.36 
O.'KIO 

0.SS13 

0  .^ 

Clul 

M 

4  **,.„ 

(n)id,ddb^ 

4  ...,.» 

fnj«0 

4  ,*,..» 

3& 

6  aw 

w. 

Ch,  I. 

jch.  L 
1  Chr.  8. 

^200 

hSOQ 

4 
4 

120 

00 

(ji}7S0 

80,000 
9,000 

300 

0.0733 
0.2441 

0.0144 

0.97  7& 

ITT 

B 

e 

i 

ff 

w. 
w. 

' 

Hg 

Ch.  L 

a 
as. 

fR.9. 
,  Cb.L 
'  C.S. 

Cb.  I. 

^  as. 

R.  s. 

J  a  8. 

1r,s. 

Oir.  8. 
"i  Oil.  L 
Ch.t 

Chr.  8. 

S. 

Cli.  I. 

S. 

m 

DO 

lot) 
iia 

114 
3(1 
112 

m 

83 
30 
lOG 

"■**""" 

w 

2,000 
2,100 
2.700 
2,500 
B,0»l 
2,fl50 
2,B00 

3,flao 

2,690 
8,700 

22,700 

24,aoo 

10.000 

a*.ooo 

52,000 
8,(3(JO 
1«,776 
20,481 
1H.706 
23.ii57 

5  .^,.^, 

m 

s  m 

s  ...... 

A  4 

If' 

£  4 

t 

w. 
w. 

w. 

a" 
w. 

D. 

w. 
w; 

w. 

D. 

D. 
D. 

D. 
D. 
IJ. 
D- 
W. 

w. 

Ml 

0H> 

li 

1 
BO 

^  75 
;i20 

0. 13160 
0.2SOO 
0.1092 

lo.ot^io 

0.31SS 
^0,1395 

0.1010 
)  0.1400 
fO.llSS 

0.1079 

0.011 
0.8750 

O.tt^l 
OJJSSS 

o.:oftfi 

0.510 
1  094 

0.WJ7 
0.018 

0.910 

4? 

O.Mf5 

43 

2,400 

601} 

5,000 
100 

}«5 

t  0.532 

M'JfW.o 

0.38 

B8 

m 

m 

1,200 

2,6LiO 
2.4U0 

800 

ani 

1,000 
600 

s&o 

]B,000 
I2,0r» 
1K,000 
l5,Ut)0 

75 

'ioo 
m 

75 

0.0666 
0.0666 
0.1444 
0.160 

O.06OO 
0,0416 
0,««8 
O.120 

m 

a,7ioo 

SITOO 
2.700 
2,010 
1,100 
3.W00 
2,300 
2.300 
2,0<JO 
1,000 

nn 

id) 
id) 

...,**- 

90-15^1 
ISO 

4,000 
4.000 

m 
m 

2S 

2& 
Nil 
10 

M 

1. rot),!  job"; 

2,000,UUO 

■m 

190    1^ 

^&t  lis 

O.OOB 
0.0006 

\ 

(a)  Eighteen  years,  (b)  This  mill  did  not  f^ive  the  cost  of  iron  per  pound,  so  this  is  calculated  on  an 
mmed  value  of  4  oenU  per  pound  merelF  to  show  the  verv  low  cost  per  ton.  (c)  ^  to  |^  inch  thiclc  when 
worn  out.  (d)  Means  computed,  not  weighed,  (e)  The  two  values  given  are  for  hard  and  sort  ore  respectively. 
(/)  Two  inches  at  one  end,  8  inches  at  other,  (g)  Sell  for  ^  cent.  (A)  89^  inches  at  one  end,  8^ 
liicbes  at  other.  (0  From  No.  2  rolls,  (j*)  Goes  to  No.  1  rolls  when  worn  uneven.  (See  footnote  to  Table  H6. « 
{k)  Sell  for  0.85  cent.  (I)  Shells  are  worn  down  to  H  inch,  if  possible,  (m)  Sell  for  U  cent,  (n)  Not  y*^t  worn 
out  (o)  Three  inches  at  one  end,  8^  inches  at  other,  (p)  These  materials  cost  about  the  same  delivered. 
(q)  894  inches  at  one  end,  m  Inches  at  other,  (r)  "  Free  on  Board''  at  Ch  cago.  (a)  Chilled  ^ron  sells  for  9^ 
cent  per  pound,  steel  for  0.  (t)  Qave  out  after  40  hours;  did  not  wear  out.  (u)  This  Is  the  life  of  an  unusually 
good  pair.    Sometimes  they  develop  boles  and  cracks,  and  do  not  last  half  this  time. 
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surfaces  much  more  easily  than  the  chilled  cast  iron.  The  shells  are  mounted 
and  centered  upon  the  cores  by  drawing  them  into  place  with  draw  bolts^  which 
may  also  act  as  keys,  or  they  are  wedged  up  into  line  by  driving  in  wooden 
wedges.  The  former  are  to  be  preferred  as  the  wooden  wedges  are  troublesome 
to  put  in  and,  if  the  rolls  are  run  wet,  troublesome  to  take  out.  The  nuts  on  the 
bolts  holding  the  shells  in  place  should  be  frequently  inspected,  as  the  shells  are 
likely  to  expand  and  work  loose  on  the  hubs. 

§  79.  Material  for  Roll  Shells. — A  material  for  roll  shells  to  be  satis- 
factory should  be  as  hard  as  possible  to  avoid  attrition,  tough  enough  not  to 
chip  and  not  so  malleable  as  to  flow.  Roll  shells  are  made  of  cast  iron  deeply 
chilled  on  the  outside;  also  of  cast  steel,  rolled  or  hammered  steel,  chrome 
steel  and  manganese  steel.  Ferro-aluminum  and  projectile  steel  have  also 
been  tried.  The  following  summary  has  been  made  from  Table  35  to  show 
the  extent  to  which  various  materials  are  used :  Chilled  iron,  38 ;  cast  steel,  13 ; 
steel  (kind  not  given),  6;  chrome  steel,  5;  hammered  steel,  5;  manganese  steel, 
6 ;  rolled  steel,  4 ;  cast  or  rolled  steel,  3 ;  roll  tire  steel,  3 ;  semi-steel,  3 ;  chilled 
steel,  2 ;  forged  steel,  2 ;  open-hearth  rolled  steel,  1.  It  will  be  noticed  that  there 
are  52  steels  of  various  kinds  against  38  chilled  irons. 

Chilled  cast  iron  has  the  advantage  of  low  first  cost  (2  to  4  cents  per  pound), 
and  if  a  foundry  is  near  by,  the  worn-out  shells  have  a  market  value  (i  to  i 
cent  per  pound).  It  has  the  disadvantage  of  short  life  and  uneven  wear,  be- 
coming at  times  deeply  pitted  on  the  surface,  so  much  so  as  to  seriously  hinder 
the  work  of  crushing,  long  before  the  shells  are  otherwise  worn  out,  and  con- 
sequently the  weights  of  old  shells  are  greater  than  with  steel.  It  also  chips 
at  the  edges  with  hard  ore.  Its  hardness  prevents  it  from  being  easily  trued  up, 
a  difficulty  which  is  not  met  with  in  the  steels  of  mild  or  medium  hardness. 

Wrought-iron  and  mild  steel  shells  have  a  tendency  to  flow  or  bead  over  at 
the  ends  too  much,  extending  the  length  of  the  shell  at  both  ends.  On  this 
account  these  metals  do  not  find  favor. 

Cast  steel  is  a  medium-priced  material  (6  to  6^  cents  per  pound)  and  has  a 
medium  life ;  the  surface  is  not  as  reliable  as  that  of  the  next  three  materials. 

Forged  steel,  either  rolled  or  hammered,  is  the  most  reliable  material  that 
exists.  With  reasonable  attention  it  wears  evenly.  It  costs  6^  to  10  cents  per 
pound.  It  wears  very  thin  before  the  shells  are  rejected,  but  the  latter  generally 
have  no  commercial  value.  The  author  quotes  Mill  26,  however,  where  they  sell 
for  $7  per  ton. 

Chrome  steel,  made  by  the  Chrome  Steel  Works,  is  forged  steel  containing 
chromium.  It  has  all  the  advantages  of  forged  steel  and  the  manufacturers 
claim  that  it  has  longer  life.     It  costs  about  10  cents  per  pound. 

Manganese  steel,  made  by  the  Taylor  Iron  &  Steel  Co.,*  has  extraordinary  hard- 
ness and  toughness.  It  costs  about  10  cents  per  pound  and  the  manufacturers 
pay  about  1  cent  per  pound  for  old  shells  delivered  at  the  factory.  Mill  40 
reports  one  remarkable  record  of  length  of  life,  given  in  Table  35,  but  could  not 
repeat  it.  One  of  the  worn-out  shells  in  this  test  weighed  250  pounds,  and  was 
tV  inch  thick.  The  other  weighed  400  pounds  and  was  IJ  to  1^  inches  thick. 
The  later  shells  gave  out  by  cracking  when  but  half  worn  out.  The  large  size 
of  the  casting  was  thought  to  be  the  cause  of  the  difficulty.  Others  have  had 
the  same  experience  due  to  the  uneven  quality  of  the  metal.  The  manufacturers 
claim  that  while  shells  4  inches  thick  crack,  shells  3  inches  thick  do  not.  Their 
reason  for  this  is  that  they  cannot  anneal  perfectly  up  to  4  inches.  When  the 
material  comes  from  the  mould  it  is  brittle  and  this  brittleness  is  removed  by 
annealing,  which  consists  of  heating  to  redness  and  plunging  into  cold  water. 
On  thick  pieces  there  is  apt  to  be  a  core  separated  in  this  operation  which  impairs 
the  strength  of  the  whole  piece.     It  is  also  claimed  that  roll  shells  of  this  metal, 

•  American  licensees  for  the  Hadfield  Patent  Era  Manganese  Steel  of  Sheffield,  England. 
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that  have  become  heated  by  work,  expand  and  do  not  return  to  their  original  size 
when  cool.  They  are  Hable,  therefore,  to  cause  trouble  by  working  loose  on 
their  cores.  This,  however,  might  possibly  be  prevented  in  wet  crushing  by  the 
use  of  wooden  wedges  between  the  shell  and  the  core.  Sometimes  this  expansion 
causes  the  roll  to  split  longitudinally. 

Chrome  steel  and  forged  steel  appear  to  be  excellent  for  roll  shells,  and  if  the 
difficulties  of  casting  and  stretching  can  be  overcome,  manganese  steel  will  prob- 
ably rank  even  higher.  The  final  decision  as  to  which  will  be  used  must  be 
decided  by  the  ledger.  The  items  besides  life  which  enter  into  this  computa- 
tion, are  cost  of  shells  at  the  works,  the  freight,  the  time  lost  in  repairs,  and  the 
value  of  the  old  shells.  Mr.  Argall  reports  an  exception  in  the  case  of  chrome 
steel.  He  has  found  it  too  brittle  for  roll  shells.  One  set  lasted  only  eight 
honrs  and  one  shell  cracked  entirely  through  and  dropped  off  the  core.  A  second 
set  was  tougher,  but  even  these  broke  in  a  week's  service,  large  pieces  cracking 
off  on  the  edges,  in  one  case  14  inches  long  by  IJ  inches  wide. 

In  Table  35  the  wear  of  shells  is  given  in  two  columns.  The  gross  wear  makes 
no  allowance  for  the  metal  that  is  left  in  the  worn-out  shell,  while  the  net  wear 
does  so.  The  cost  given  in  the  table  is  the  gross  cost,  allowing  nothing  for  the 
sale  of  the  old  shells.  A  few  figures  of  net  cost  were  obtained  and  are  given  in 
Table  36  with  the  corresponding  gross  cost.  It  should  be  noted  that  Mills  24 
and  25  are  treating  soft  lead  ores  in  Missouri. 


TABLB  36. — NET  COST  OP  SHELLS. 


Mill 
No. 

Roll 
No. 

Material. 

Cost  per 
pound. 

Gross  cost 
per  ton. 

Net  cost 
per  ton. 

94 
85* 

86 

40t 

1^ 

ChiUediron 

Cents. 
\       «or7 

Cents. 

0.6684 

0.8900 

j      0.108 

1      0.196 

iiiliil! 

Chilled  Iron 

u             t. 

Cast  or  rolled  steel 

1      8.84 

1 

*  In  Mill  9^  No.  8  rolls  send  their  shell  *  after  crushinfc  6,000  tons  to  No.  1  rollit  where  they  crush  40,600 
but  there  are  not  enough  of  these  shells  to  supply  all  the  No.  I  rolls,  hence  some  of  the  latter  receive  new 
and  with  them  crush  45,000  tons. 

tThe  net  cost  la  the  same  as  the  f^'oss  cost  in  Table  86  for  all  materials  except  chlUed  iron. 


The  rolls  which  show  the  more  favorable  gross  wear  in  Table  35,  running  from 
0.0005  to  0.2  pounds  of  iron  per  ton,  are  nearly  all  of  them  crushing  mine  ore 
and  mostly  galena  associated  with  limestone.  For  example^  Mill  16,  roll  1; 
22,  1 ;  24,  1  and  2 ;  25,  1 ;  28,  1 ;  30,  1,  2  and  3 ;  31,  1,  2  and  3 ;  32,  1,  2  and 
3 ;  35,  1 ;  and  Mill  93,  rolls  1  and  2.  The  rolls  which  show  unfavorable  gross 
wear,  0.3  to  0.6  pounds  of  iron  per  ton  crushed,  are  mostly  middlings  rolls  or 
those  that  are  called  upon  to  crush  hard,  gritty,  cutting  ores.  For  example. 
Mill  17,  roll  1 ;  26,  2 ;  26,  3 ;  27,  2 ;  28,  2  and  Mill  43,  roll  1.  Mill  40  has  given 
the  most  complete  figures  on  comparison  of  metals  of  any  mill  in  Table  35.  Mill 
20  reports  that  chilled  iron  wears  60  to  120  days,  cast  steel  90  to  300  days, 
forged  steel  120  to  300  days,  ferro-aluminum  less  than  cast  iron.  Mill  39 
reports  that  if  the  life  of  chilled  iron  in  tons  crushed  be  taken  as  100,  then 
the  life  of  cast  steel  was  149;  rolled  steel,  158;  manganese  steel,  154,  and 
ferro-aluminum^  94. 

§  80.  Truing  Roll  Shells. — The  greatest  care  is  needed  to  make  the  rolls 
wear  evenly.  If  the  ends  of  the  rolls  are  not  in  the  same  plane  then  each  roll 
will  lap  beyond  the  other.  This  state  of  things,  if  allowed  to  continue,  will 
make  flanges  on  each  of  the  two  protruding  ends.     These  flanges  may  be  re- 
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moved  in  the  machine  shop  by  turning  down  the  roll,  or  buffing  it  down  with 
an  emery  wheel.  They  may  be  removed  on  the  spot  with  an  emery  block,  a 
lever  and  a  weight,  as  in  Mill  25  (see  Fig.  38).     S.  R.  Krom  has  a  slide  rest 

and  lathe  tool  adapted  to  truing  up  the  roll 

a  shells  in  place.  To  keep  the  mill  running  and 
save  time,  it  is  well  to  have  spare  shafts  with 
rolls  and  boxes  upon  them.  The  worn  rolls 
can  be  quickly  hoisted  out  and  the  new  low- 
ered into  place.  Each  shaft  should  run  only 
in  its  own  boxes. 

FIG.  38. — ^ARRANGEMENT  OP         It  is  far  better  to  prevent  the  formation  of 
EMERY  BLOCK.  flanges  if  one  can,  and  so  avoid  the  loss  of  time 

caused  by  removing  them.  If  rolls  are  fed 
with  the  cheek  pieces  of  the  hopper  close  against  the  ends  of  the  rolls,  so  that 
feed  lumps  IJ  inches  in  diameter  cannot  be  nipped  by  the  rolls  nearer  than  J 
inch  from  the  end,  then  it  follows  that  the  idle  ends  of  the  rolls  will  wear  less  and 
will  become  flanged  and  presently  need  to  be  turned  down.  This  formation  of 
flanges  can  be  avoided  by  placing  the  cheek  pieces  a  little  more  than  the  half 
diameter  of  the  largest  feed  lump  from  the  ends  of  the  rolls,  which  guarantees 
that  the  roll  shells  will  wear  to  the  very  ends.  Coupled  with  this  a  little  hori- 
zontal grate  with  movable  bars  is  placed  in  the  steep  sloping  feed  trough  and  cer- 
tain of  the  bars  are  removed  to  guide  the  feed  stream  and  therefore  the  wear  of  the 
rolls.  If  the  central  bars  are  removed  the  rolls  are  fed  mainly  at  the  center;  if  the 
end  bars  are  removed  the  rolls  are  fed  mainly  at  the  ends.  In  this  way  the  wear  can 
be  directed  to  the  highest  part.  In  Mill  39,  for  No.  1  roll,  this  grate  is  made  of 
i-inch  round  bars,  1^  inches  apart.  It  is  generally  considered  best  to  keep 
the  ends  worn  slightly  smaller  than  the  middle  and  so  to  forestall  flange  making, 
for  if  the  edges  are  flanged  and  the  rolls  are  pressed  tight  together  there  is  great 
danger  that  the  edges  will  be  nicked.  This  is  particularly  true  with  chilled 
iron.  At  Mill  20  the  rolls  are  fed  by  a  trommel,  the  rotation  of  which  in  one 
direction  one-half  the  time  delivers  the  ore  toward  one  end  of  the  rolls,  while 
its  rotation  in  the  opposite  direction  the  other  half  of  the  time  delivers  toward 
the  other  end  and  thus  keep  the  rolls  true. 

Another  method  of  keeping  the  rolls  true  is  to  set  them  one  day  with,  say  \ 
inch  end  laps,  the  next  morning  set  the  laps  at  the  opposite  ends;  the  rolls  ends 
are  said  to  wear  more  on  the  wearing  day  than  they  lose  on  the  rest  day.  In 
Mills  20  and  25,  the  plan  has  been  adopted,  with  favorable  results,  of  wearing 
the  shells  on  the  fine  rolls  until  they  have  lost  their  surfaces  too  much,  then  to 
hand  them  over  to  the  coarse  rolls,  where  the  inequalities  are  of  much  less 
moment.  To  effect  this  with  the  least  loss  of  time,  all  of  the  rolls  of  a  mill 
must  be  of  the  same  diameter,  face  and  make,  and  spare  shafts  and  boxes  should  . 
be  used.  An  instance  is  reported  to  the  author  of  the  avoidance  of  the  evils 
of  flanges  by  having  one  roll  1^  inches  longer  than  the  other.  The  long  roll 
soon  forms  two  flanges,  one  at  each  end,  and  the  short  roll  fits  into  the  space 
between  them.     This  roll  is  known  as  the  Geyer  roll. 

Out  of  24  pairs  of  rolls  in  the  mills  we  find  that: 

Nine  pairs  of  rolls  are  kept  true  by  placing  the  cheek  plates  off  and  carefully 
guiding  the  feed. 

Four  pairs  are  kept  true  by  placing  the  cheek  plates  off  and  running  an  evenly 
distributed  feed. 

Two  are  kept  as  true  as  possible  with  the  cheek  plates  close  by  guiding  the 
feed. 

Two  pairs  of  fine  rolls  send  their  shells  to  the  coarse  rolls. 

One  pair  is  trued  by  lapping  the  ends  on  alternate  days. 
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Two  pairs  are  trned  by  the  emery  block,  lever  and  weight. 

One  pair  has  flanges  removed  by  emery  block.  The  complete  surface  is  trued 
by  periodically  running  one  roll  backward  and  feeding  quartz  sand. 

Three  pairs  are  trued  up  in  the  machine  shop. 

At  Mill  23,  the  edges  of  the  No.  1  rolls  are  made  beveled  to  prevent  the  edges 
from  chipping.  This  is  after  the  design  given  by  Rittinger.  Gates  Iron  Works, 
if  desired,  bevel  roll  shells  of  chilled  iron  so  that  the  faces  are  1  inch  narrower. 

The  thin  edges  resulting  from  flowing  or  beading  over  at  the  ends,  particularly 
upon  wrought-iron  and  mild  steel  rolls,  can  be  removed  by  hammer  and  cold 
chisel. 

§  81.  Side  Adjustment. — To  facilitate  adjusting  the  rolls  endwise,  the  Gates 
Iron  Works  furnishes  special  collars  which  are  placed  on  the  roll  shafts  on  both 
ends  of  the  bearing  of  that  end  of  the  roll  shaft  which  is  opposite  to  the  driving 
pulley.  They  are  in  the  form  of  a  split  clutch  nut.  When  loosened  they  can, 
by  turning  them  upon  the  shaft,  give  a  very  perfect  end  adjustment.  When 
tightened  they  act  as  guiding  collars.  Side  thrust,  which  makes  guiding  col- 
lars necessary,  is  said  by  Gates  to  act  in  a  direction  toward  the  driven  side. 
The  Colorado  Iron  Works  put  guiding  collars  of  iron  on  the  outer  ends  of  each 
bearing.  They  fasten  these  to  the  shaft  by  taper  pins  and  then  place  loose  brass 
collars  between  them  and  the  ends  of  the  boxes. 

§  82.  Feeders. — ^A  sudden  rush  of  ore  will  choke  the  best  rolls  unless  they  an 
provided  with  an  extraordinary  amount  of  power  and  strength;  a  deficit  of  ore 
causes  loss  of  time.  A  feeder  furnishes  the  simplest  corrective  for  both  of  these. 
This  is  obtained  in  practice  either  by  taking  the  rock  direct  from  some  machine 
which  limits  output,  for  example,  a  breaker,  or  by  using  some  of  the  feeders, 
such  as  the  Tullock  with  feed  sole  shaken  by  cam  and  spring;  the  Vezin,  with 
feed  sole  shaken  by  an  eccentric ;  the  Hendy,  the  roller  feeder,  the  pushing  block 
feeder,  or  the  Gates  swing  stirrup  feeder.  The  Hendy  feeder,  if  used,  should 
have  a  feed  chute  in  which  the  stream  can  spread  to  the  width  of  the  rolls.  It 
is  important  that  the  feeder  should  deliver  an  almost  continuous  stream  to  the 
rolls.  Rittinger's  rule  is  that  the  feeder  should  give  not  less  than  four  times  as 
many  impulses  as  the  rolls  make  revolutions  per  minute.  Vezin  finds  that  250 
impulses  per  minute  makes  a  virtually  continuous  stream.  Where  the  ore  con- 
tains considerable  clay  which  causes  the  ore  to  slip  and  prevents  it  from  being 
drawn  down  between  the  rolls,  to  hasten  the  crushing  an  oscillating  ram'*^  has 
been  used  which  forces  the  clayey  material  down  between  tlie  rolls. 

§  83.  Pillow  Blocks  and  their  Alignment. — Means  must  be  provided  for 
regulating  the  distance  apart  of  the  rolls  to  suit  the  crushing  and  to  compensate 
for  the  wear  of  the  roll  shells.  The  mechanism  must  be  such  that  on  the  one 
hand  the  rolls  when  crushing  cannot  approach  nearer  than  the  distance  at  which 
they  are  set,  and  on  the  other  that  they  will  not  recede  at  all  with  the  ordinary 
work  of  crushing,  but  if  a  hard  object  like  a  drill  point  is  fed,  they  will  open 
and  let  it  through  to  save  breaking  the  machine.  It  is  for  this  purpose  that 
the  boxes  of  one  of  the  rolls  are  made  movable.  There  are  three  ways  of  doing 
thi«  and  of  maintaining  the  alignment  or  parallelism  of  the  rolls. 

(1)  (See  Figs.  48a,  49a  and  49d.)  To  have  the  boxes  of  the  movable  roll  slide 
in  guides  independently  of  each  other.  The  rolls  are  held  up  to  their  work 
by  springs,  the  alignment  of  the  rolls  being  accomplished  either  by  putting  in 
shims  of  equal  thickness  on  each  side  to  hold  the  boxes  the  required  distance 
apart,  or  by  using  compression  bolts  which  enable  the  rolls  to  stay  apart  the 
proper  distance. 

(2)  To  connect  the  two  movable  boxes  by  a  rigid  frame  which  slides  upon 
long  guides  on  the  two  sides  of  the  machine  and  gives  perfect  alignment.  They 
are  held  up  to  their  work  by  tension  rods  and  springs  and  prevented  from 
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coming  too  close  by  shims  or  compression  bolts.  The  Jackson  rolls,  made  by 
McFarlane,  and  Wild's  patent  rolls,  made  by  the  Union  Iron  Works,  are  instances 
of  this  form. 

(3)  (See  Figs.  49c,  50  and  61.)  To  support  the  two  movable  boxes  upon  two 
vertical  levers  swinging  upon  pivots  below  called  swinging  pillow  blocks,  and 
to  hold  the  rolls  up  to  their  work  by  tension  rods  and  springs,  and  to 
hold  them  apart  by  lock  nuts  on  the  tension  rods.  In  the  Buchanan  rolls, 
made  by  the  George  V.  Cresson  Co.,  of  New  York,  there  are  special  adjusting 
bars  or  rods  which  pass  from  the  swinging  pillow  block  back  through  a  bracket 
cast  on  the  end  of  the  main  frame.  By  turning  up  lock  nuts  on  the  outer  ends 
of  these  rods  the  rolls  can  be  opened  and  held  at  any  desired  distance  apart 
These  rods  are  so  arranged  as  to  allow  the  rolls  to  spring  apart  in  case  of 
necessity.  These  swing  levers  are  mounted  in  two  ways:  (1)  The  two  levers 
are  united  below  in  one  solid  casting,  making  a  swing  (J  lever  which  swings 
upon  a  pin  perfecting  the  alignment  of  the  movable  roll.  S.  R  Krom's  rolls 
(see  Fig.  60)  are  of  this  form.  With  this  construction  it  is  difficult  to  make 
the  swing  U  lever  of  sufficient  rigidity  to  keep  the  boxes  perfectly  in  line  and 
avoid  heating.  (2)  The  swing  levers  are  pivoted  below  independently  of  each 
other,  self-lining  boxes  being  used  and  the  alignment  of  the  shaft  being  obtained 
either  by  lock  nuts  or  right  and  left  coupling  nut  on  the  tension  rods.  Rolls 
made  by  the  E.  P.  Allis  Co.  (see  Fig.  61)  and  those  made  by  the  F.  M.  Davis 
Iron  Works  Co.,  are  of  these  two  classes  respectively. 

The  fixed  pillow  block  is  either  bolted  to  the  main  frame  or  it  is  cast  with 
the  main  frame  and  lined  up  with  it  in  the  machine  shop,  or  lastly,  a  pedestal 
is  cast  on  the  main  frame  into  which  a  tubular  box  is  dropped. 

§  84.  Boxes  or  Bearings. — The  boxes  or  bearings  for  the  shafts  are  either 


TABLE  37. — JOURNALS  FOR  ROLLS. 


Mill 
No. 

Roll 
No. 

of 
Journal. 

Length 

of 
Journal. 

Projected 
Area  of 
Journal. 

Pressure  of 
Springs. 

Siseof 
Rolls. 

Revolutfons 
M^uce. 

10 
10 
17 
90 
81 
81 
28 
24 
24 
25 
26 
86 
26 
27 
27 
28 
28 
80 
80 
80 
80 
81 
81 
81 
85 
42 
48 
40 
40 
40 
40 
86 
86 
87 

Inches. 

4 
4 

4 

8 

8 

6 
5 
8 
5 

|5 

6 

7 
7 
7 
7 

Inches. 
8 
8 

Sq.  Inches. 

82 

26 

Pounds. 

Inches. 
22x14 
22x14 
20x14 
24x12 
27x14 
24x14 
80x16 

80x14 
80x14 
86x16 
86x16 
86x14 
86x14 
26x14 
80x16 
86x14 
24x14 
80x16 
24x14 
86x18 
24x12 
24x12 
26x15 
22x16 
80x16 
80x16 
80x16 
80x16 
80x16 
27x14 
90x10 
86x14 

29 
18 
90 
92 
80 
80 
88 
94 
24 

J^ 
60 

42 

60 
42 
100 
40 
85 
40 
26 
80 
85 
40 
86 

12 
12 
10 
9 
9 
9 
9 
10 
10 
18 
18 

54 

60 

/SO 

1 

80 

VioooV 

40,000  to  60,000 
40,000  to  60,000 

9 
7 
9 
7 
12 
10 
10 
16 
10 
8 
10 
10 
10 
10 
10 
10 

64 

85 

72 

85 
lOS 

45 

45 
144 

60 

66 

TO 

70 

70 

70 

46 

489i 

02 
60 
60 
81 
81 
81 
60 
28 
80 
40 

6,000 

*  These  rolls  have  lever  and  weight  instead  of  springs. 
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divided,  with  a  cap  and  base,  or  they  are  made  in  one  solid  tube ;  in  either  case 
they  are  babbitted  over  the  portion  which  takes  the  wear.  Where  a  tnbnlar 
box  is  nsedy  it  is  aligned  upon  the  pillow  block  by  fitting  it  to  the  pedestal  by 
cylinder  and  socket  joint  with  vertical  axis,  or  by  ball  and  socket  joint.  Gates 
Iron  Works  use  this  design  on  their  best  rolls.  The  angle  for  the  dividing 
plane  between  the  cap  and  base  varies  in  different  makes  from  45^  to  50^  with 
the  horizontal.  It  is  intended  to  conform  to  the  resultant  force  obtained  by 
combining  the  weight  of  the  rolls,  etc.,  with  the  pressure  of  resistance  to  crush- 
ing of  the  rock.  Krom  puts  a  water  jacket  on  his  boxes  and  by  running  water 
into  this  a  hard-worked  roll  may  be  kept  cool.  By  making  the  bearing  surfaces 
of  suiBcient  size  and  keeping  out  the  grit  there  is  do  need  of  water  cooling. 
Over  the  ends  of  the  boxes  shields  are  usually  placed  to  prevent  the  entrance 
of  dust  and  grit.  A  groove  in  the  end  of  the  box  with  cotton  waste  in  it  also 
prevents  entrance  of  grit.  For  speed  in  rebabbitting  boxes  the  spare  set  of  shells, 
shafts  and  boxes  already  recommended  will  serve.  In  addition  to  these  a  travel- 
ing truck  overhead,  with  a  differential  hoist,  will  lift  the  old  parts  and  carry 
them  out,  bringing  back  the  new  roll  shaft,  shell  and  boxes.  The  time  lost  in 
changing  may,  with  these  precautions,  be  reduced  to  perhaps  one-quarter  of 
what  it  would  be  without  them. 
The  sizes  of  journals  used  on  rolls  are  given  in  Table  37.    A  discussion  of 

the  sizes  of  journals  will  be  found  later  in 
§  95, under  "Journal  Friction." 

§  85.  Springs  or  Weights. — The  use  of 

a  weight  and  bent  lever  (see  Fig.  39),  to 

hold  the  movable  box  in  position  has  nearly 

gone  out  of  practice  in  this  country   (see 

Table  40),  the  difficulty  being  that  unless  the 

FIG.  39. — ROLLS  WITH  LBVSR  AND    rolls  are  run  very  slowly,  as  in  Mill  25,  roll 

WEIGHT.  No.  1,  the  weights  will  not  have  time  to  act 

in  case  a  drill  point  is  fed.     In  Mill  16, 

No.  1  rolls,  which  have  a  lever  and  weight,  run  fast,  because  the  ore  is  very  soft 

and  free  from  dangerous  lumps. 

Springs  are  of:  (1)  Para  rubber,  usually  in  sections  with  iron  plates  be- 
tween; or  (2)  of  steel.  Bubber  is  used  where  rolls  of  minimum  cost  are  desired 
for  short-lived  operations.  Steel  springs  are  the  standard  for  permanent  work 
and  the  forms  used  are  those  known  as  spiral  car  springs.  A  sufficient  number 
of  these  are  put  together  to  give  the  necessary  compressive  force.  Steel  springs 
should  be  long  enough  so  that  there  shall  be  no  danger  of  the  spirals  ever  closing 
together.  The  mode  of  applying  the  springs  is  to  put  them  outside  the  movable 
box  with  the  frame  or  bolts  as  the  tension  part  (see  Figs.  49c  and  49d),  or 
outside  the  fixed  pillow  block  with  bolts  to  transmit  the  force  (see  Fig.  50). 
The  latter  arrangement  appears  to  be  most  favorable.  Springs  should  be  given 
equal  tension  on  each  side  to  make  the  rolls  wear  evenly.  The  nest  of  springs  is 
sometimes  compressed  between  two  plates  by  special  bolts  called  compression 
bolts,  as  shown  for  the  main  springs  in  Figs.  52a  and  526.  This  takes  the  ten- 
sion off  from  the  main  bolts  and  is  to  be  commended,  although  it  adds  slightly 
to  the  first  cost  It  makes  the  setting  up  of  the  great  tension  bolts  very  easy, 
since  the  springs  do  not  have  to  be  relaxed  as  is  the  case  where  shims  are  used ; 
they  are  simply  moved  intact  to  such  a  position  that  they  will  bear  when  the 
rolls  are  the  desired  distance  apart.  Two  compression  bolts  are  best,  as  it  is 
difficult  to  distribute  the  load  evenly  on  more  than  two. 

The  average  resistance  to  crushing  is  probably  less  than  5,000  pounds  pressure, 
(see  §  254).  This  pressure  will  rise  much  higher  and  fall  to  nothing,  according 
to  the  rate  and  size  of  feed.     This  pressure  is  sustained  by  the  main  tension  bolts 
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and  by  the  inertia  of  the  rolls.  The  pressure  of  springs,  on  the  other  hand,  may 
be  from  15,000  to  100,000  pounds.  The  spring  pressure  is  usually  taken  up  by 
the  shims  or  compression  bolts.  The  springs  yield  only  when  the  resistance  to 
crushing  reaches  their  limit  of  compression.  They  then  act  as  the  safety  yalye 
on  a  boiler  does,  by  preventing  the  pressure  from  rising  greatly. 

When  rolls  are  set  close  it  is  common  to  remove  the  shims  altogether.  This  is 
a  costly  practice,  for  the  great  spring  pressure  is  by  this  means  Iransferred  from 
the  shims,  where  it  belongs,  to  the  journals  of  the  rolls  which,  in  consequence, 
have  to  work  with  a  constant  pressure  of  15,000  to  100,000  pounds  upon  them, 
instead  of  a  variable  pressure  which  generally  averages  less  than  5,000  pounds. 
Brunton  finds  that  not  only  the  babbitt  but  also  the  shells  wear  out  much  faster 
under  this  treatment.  Even  when  the  whole  spring  pressure  is  required  for  the 
crushing  the  shims  should  still  be  used  to  prevent  the  rolls  from  quite  coming 
in  contact  in  case  the  feed  stops. 

Table  38  shows  the  total  pressure  exerted  l)y  the  springs  used  by  the  Qates 
Iron  Works  upon  their  26X  15-inch  and  their  36X15-inch  rolls,  as  determined 
by  a  hydraulic  press.  To  get  the  pressure  for  each  battery  of  springs  the  figures 
given  in  the  table  should  be  halved.  These  springs  are  7^^  uiches  long  normally 
and  5f|  inches  when  compressed  solid. 

TABLE  38. — SPRINGS  ON  THB  GATES  BOLLS. 


Length  of 
Spring. 

Amount  of 
Ck>mpre8BioD. 

Pressure  Exerted. 

On  20-iDch  Roll. 

OnM-inchRon. 

Inch«>8. 

Inches. 
0 

Pounds. 
0 
16,000 
80,000 
41,260 
4S,750 

Pound. 

82,600 
87,600 
68,600 
71,260 

The  total  pressures  used  by  the  Colorado  Iron  Works  for  27X14  and  20X12- 
inch  rolls  (see  Figs.  52a  and  526),  are  given  in  Table  39. 

TABLE   39. — SPRINGS  ON   BOLLS   OF   COLORADO   IBON   VfTOBKS. 


Amount  of 

Total  PresHure  be- 
tween 27zl4-iDch  Rolls. 

Total  Pressure  be- 
tween 80zl2-inch  Rolls. 

Inches. 

Tons. 
10 
91 
88 
66 

Tons. 
6 
18 
19 
88 

It  is  not  intended  that  the  high  values  given  in  Table  39  shall  be  used  in 
running,  as  the  rolls  are  designed  for  only  30-tons  constant  pressure  between 
the  27 X  14-inch  rolls  and  20  tons  between  the  20 X  12-inch  rolls,  the  factor  of 
safety  of  the  compression  bolts  being  1^  in  the  former  and  8  in  the  latter. 

Roger  has  designed  cmshing  rolls  to  do  away  with  springs  when  crushing  soft 
rock.  One  roll  is  placed  above  the  other,  as  shown  in  Fig.  40.  The  plane  of 
the  axes  slopes  45**. 

The  Sturtevant  centrifugal  rolls  also  do  away  with  springs.  In  th^e  each 
roll  consists  of  a  shaft  with  a  loose  roll  shell  encircling  it.     The  shell  is  lined 
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up  and  prevented  from  end  motion  by  two  large  flanges  keyed  to  the  shaft,  one 
on  each  side.     The  space  between  the  shaft  and  the  shell  is  nearly  filled  with 

sector-block  weights  of  cast  iron 
with  slots  in  them,  through  which 
iron  pins  parallel  to  the  shaft  are 
passed  to  guide  them  in  their 
radial  journey  toward  and  away 
from  the  shaft.  When  the  rolls 
are  run  rapidly  the  weights  fly 
out  until  they  come  to  a  bearing 
on  the  inner  surface  of  the  roll 
shell,  line  up  the  latter  and  re- 
volve it  by  friction.  The  above 
mentioned  flanges  have  rims  on 
their  outer  edges  and  when  the 
rolls  are  running  normally  there 


FIG.    40. — SECTION   OF   ROGEB'S   ROLLS. 


FIG.   41. — METHOD   OF 
APPLYING    SCRAPERS. 


is  a  space  of  ^  inch  radially  between  these  rims  and  the  sector-block  weights. 
If  for  any  reason  the  roll  shell  becomes  moved  eccentrically  out  of  line  more 
than  ^  inch  then  part  of  the  sector-block  weights  bear  against  the  rims  and 
not  against  the  roll  shell.  The  rolls  do  away  with  springs  and  movable  boxes, 
for  when  a  hard  object  is  fed  it  overcomes  the  centrifugal  force  of  the  weights 
that  should  do  the  crushing,  and  the  roll  shells  yield  and  let  the  piece  through. 

§  86.  Scrapers  of  iron  are  sometimes  used  to  remove  adhering  fines  from  the 
face  of  the  roll  at  the  lowest  point  in  its  revolution  (see  Pig.  41).  They  are 
necessary  in  fine  wet  crushing  with  greasy  ores  like  serpentine,  which  cause 
trouble  by  forming  a  slippery  coating  of  slime  on  the  surface  of  the  roll. 

§87.  Driving  Mechanism. — Rolls  are  called  geared  rolls  when  driven  by 
belts  and  gears,  or  belted  rolls  when  driven  by  belts  alone.  The  former  appear 
to  be  preferred  for  slow  speed  coarse  crushing,  the  latter  for  high  speed  fine 


fig.    42. — ^DESIGN    A. 


FIG.    43. — ^DESIGN    D. 


crushing.  This  classification,  however,  is  not  by  any  means  universal,  as  will 
be  seen  by  Table  40,  which  gives  the  classes  to  which  the  rolls  belong  and  the 
mechanism  by  which  they  are  driven. 
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TABLE  40. — ^DRIVING  MECHANISM. 


AbbrerlatiaoB.-^.  Lsscast  iron;  Oo.scoEnp 
Mat.=inaterial;  Mch.smachiDe;  Mf&:.=nuuiuni 
rubber;  Rev. = revolutions;  R.  S.sroUed  steel;  i 


Dy;  Diam.sdiameter;  Fdy.sfbundry;  l=iroii;  In.ssiiiches; 
tuiing;  Min.= minute:  M.  8.s:mlld  steel;  No.=nuinber;  R.= 
ssteei;  W.  I. = wrought  iroa;  Wk8.swork8. 


i 

Maker. 

Class. 

(a) 

s 

Shaft. 

^S 

1 

Pulley. 

Belt 

Width. 

In. 

Mill 
No. 

Mat 

Diam. 
In. 

1°' 

Rot. 

10 

1&8 

1&8 
9 

Schellenbochs  Sons 

II 

IV 

II 

I 
rv 

I,  IV 
II,  IV 

II 

I 
in 

II 
III 

IV 

I 
ra.rv 

I 
iii,rv 

in.  IV 

I 

IV 

I 

III 

II 

IV 

I 

in 

n 

II 

IV 
IV 

I 
rv 
rv 

T 

rv 

IV 
IV 

n 

IV 

1 

IV 

I 
in,rv 

IV 

II 
rv 

IV 

rv 

IV 

rv 

IV 

rv 

IV 
IV 

n 

I 

in 

I 
ni 

I 
m 

A. 

A. 

4 
4 

8 
8 

1 

29 

29 

IS 

W.F.MoBserACo 

Fort  Scott  Fdy.  &  Mch.  Co.  (c). 

Pittsburg  Fdy.  A  Mch.  Co 

90 

15 

S. 

4H 

48 

16 

A. 
C. 

J. 

J. 

8. 

a 

76 

17 

4 

6M 

48 

10 

90 

18 

Hendy  &  Meyer 

IS 

19 

Hendy  A  Meyer 

1)0 

Eairle  Foundry  Co 

H. 
H. 
H. 
H. 
H. 
H. 

S. 
S. 

^ 

R. 
R. 
B. 
S. 

s. 

8. 
8. 
R. 
R 
R 
R. 

R. 

R. 
& 
8. 
S. 
& 

48 
48 

.... 

10 
10 

9S 

100 

190 

fli 

W.L 
W.L 

S. 

8 

19 
19 
10 

00 
48 
79 

.... 

18 
19 
10 

80 

BecketFdy  &  Mch.  Co 

80 

:» 

Chicago  Iron  Works  (e) 

98 
40 

IK 

Walbum-Swenson  Co 

A. 
A. 
B. 
B. 
A. 
U)H. 
H. 
H. 
A. 
I. 
A. 

"aV 

M. 
H. 
D. 
A. 

o. 

A. 
D. 
A. 

A. 

M 

Blnningham  I.  Fdy 

W.L 
W.L 
W.  1. 

R.S.' 

K.8. 

8. 

"s." 

W.L 

7 
7 

fi)  6,8,9 
0)6,8,9 

i 

9 
9 
9 
9 
10 
10 
18 
18 

Vr^ 

.... 

M 

94 

m 

42 

96 

Fulton  I.  Wk«.,  St.  Louis 

Frafler  A  Chalmers 

96 

T8 
79 
78 

ii" 

19 

19 
10 
10 

ti              41                       it 

6C 

87 

Jackson  ....,,-■  ^ 

49 

100 

96 

Jackson 

40 

85 

9B 

Jackson    .  t  ..............  r  r  ...  r  t  , 

45 

Fraaer  &  Ch^mers 

40 

80 

Frailer  A  Chalmers. 

M.S. 

6 
5 
8 
5 
9 

9 
7 
9 
7 
19 
10 
10 

R. 
R. 

S. 
R. 
8. 
8. 
8. 
S. 
8. 
8. 
8. 

40 

90 

80 

95 

61 

Franer  A  Chalmers. ...........  r 

40 

86 

88 

Chicago  Iron  Works  (t) 

i»          i»          »t         ^1 j 

M                     "                     »k                  ^  ^ 

Chicago  Iron  Works  (e) 

28 

66 

60 

60 

88 

A. 
G. 

8 
5 

T 

84 

E  P  AlllaCo 

48 

it       ti     it    ti 

86 

Fraser  A  Chalmers. ............ 

9 

16 

S. 
8. 

84 

11 

8 

61 

86 

A. 
A. 
A. 
H. 
H. 
H. 
H. 
H. 
H. 
H. 
A. 
H. 
H. 

87 

96 
84 
49 
96 
84 
84 
84 

9 
9 

9 
9 
9 

........ 

i 

4G 

47 

49 

87 

88 

Franer  A  Chalmers. 

C.  L 
C.L 
C.  L 

S. 
CI. 

W9 
(*)9 
(fc)9 

(fc)8 
7 

8. 
8. 
8. 
R. 

60 

ti     II         it 

60 

II     II         it 

60 

89 

Fraser  A  Chalmers 

3? 

II     II         it 

(m) 

46 

40 

Fraiuvr  A  Chalmers 

10 

R. 
R. 
R. 

81 

II     II          It 

81 

M         II                  41 

60 

42 

Tuttle  Mfg.  &  Supply  Co.  (n). . 
MontanA  Iron  Works • 

A. 
A. 

6 
7 

10 
8 

60 

48 

R. 

60 

85 

E  P.  AllisCo 

86 

McFarlane  A  Co 

4H 

10 

R. 
R. 

1 

99 

80 

87 

TVftjM^r  Jfr  OhAlmf^m  ti.ta. •■«>... 

D. 
(o) 
A. 
Q. 

40 

Jackson 

5« 

88 

nn\{\rtu\rk  Iron  Wnrlni 

M.  S 

1 

1 
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1 

Itfaker. 

Clan. 

(a) 

5 

Shaft. 

^5 

2i 

1 

[  Pulley. 

Belt 

Width. 

In. 

Rer. 

Mill 
No. 

Mat. 

Diam. 
In. 

1^ 

y 

89 

1 
8 
3 

1 
2 

1 

8 

I 

ni 

IV 

1 
m 
n 
u 
II 

I. 

K. 

8. 

a 

1 

& 

B. 
R. 
B. 

90 

k»                   M 

100 

»l                   «t 

100 

90 

I. 
I. 
F. 
I. 
L 

69 

48 

10 
10 

100 

M   TTtfMurlAnH  Rnnn  ;^  fVi 

130 

08 

ip)m 

84 

V^ 

180 

180 

(a)  This  refen  to  the  four  cliniini  as  ez|^alned  in  {  78.  (6)  This  refers  to  the  eleven  designs  as  explained  in 
$  87.  (c)  Now  Walburn-SwensoD  Co.  (d)  These  rolls  have  lever  and  weight,  (e)  Now  Gates  Iron  WorlEi. 
if)  The  pinions  of  both  rolls  are  driven  by  one  pulley  9  feet  in  diameter  with  a  1114-inch  belL  (g)  Reduced  from 
ISU  by  tae  sear,  (h)  The  revolutions  of  the  pinions  are  seven  times  this.  (0  This  is  driven  by  two  open  belts 
from  two  shafts,  (f)  These  three  dimensions  are  at  the  pulley,  at  the  Journal  and  at  the  roll  respectively. 
(k)  This  shaft  has  a  core  bored  out  8  inches  in  diameter.    (0  This  is  an  8-ply  belt,    (m)  One  belt  is  8,  the  other 


is  10  inches  wide,  (n)  Now  Auaconda  Copper  Minine  Co.    (p)  This  is  sometimes  A,  but  usually  G.  Cp)  6^ inches 
in  the  joumaL    iq)  6)4  inches  in  the  joumaL    (r)  One  pulley  is  78  inclu  s  diameter,  the  other  88. 

There  are  eleven  designs  which  the  author  has  found  for  driving  mechanisms. 
Of  these  the  first  seven  are  for  geared  rolls  and  the  last  four  for  belted  rolls. 

A.  Bolls  connected  by  finger  gears  on  one  side,  one  roll  being  driven  by  pinion 
gear  on  the  other  side  (see  Figs.  42  and  48c).  In  this  design  the  belt  shaft 
is  placed  on  the  same  level  with  the  roll  shafts,  its  speed  is  reduced  by  one  gear 
transmission  to  one  of  the  roll  shafts,  this  shaft  again  in  turn  transmitting 
power  to  the  other  roll  shaft  by  long-toothed  gears  called  finger  gears  or  star 
gears.  These  finger  gears  have  little  work  to  do  except  when  no  ore  is  fed,  as 
the  chief  driving  of  tiie  second  roll  is  done  by  the  friction  of  the  ore.  These 
gears  admit  of  a  certain  amount  of  wear  on  the  roll  shells  before  the  teeth  of 
one  gear  bottom  the  spaces  of  the  other.  When  this  happens  a  second  smaller 
pair  of  finger  gears  is  mounted,  and  when  the  roll  shells  have  worn  too  small 
for  these,  a  third.    These  last  serve  until  the  shells  are  worn  out. 

B.  Same  as  A,  except  that  both  gears  are  on  the  same  side. 

C.  Same  as  A,  except  that  the  pinion  gear  is  replaced  by  a  puUey. 
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FIG.    44. — ^DESIGN    E.  PIG.    46. — DESIGN    H. 
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FIG.  48a. — SIDE  ELEVATION  OF  FRASEB  A  CHALMERS'   FIKOER-OEARED  ROLLS. 
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FIG.  486. — END  ELEVATION. 
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FIG.    49a. — BIDE   BI.EVATION   OF   THE   GATES   "HIOH-ORADE  '    ROLLS   WITH   FBEDEB 

ATTACHED. 

TABLE  41. — SIZES  AND  WEIGHTS  OF  BELTED  AND  GEARED  ROLLS  AS  RECOMMENDED 

BY   ERASER   &   CHALMERS. 


Diameter. 

Face. 

Kind. 

Weght. 

Inches. 

[nches. 

Pounds. 

86      X 

16 

Belted. 

19,000 

86       X 

14 

J     Geared. 

90,000 

1     Belted. 

17,400 

80      X 

16 

Geared. 

17  000 

Belted. 

14,800 

96      X 

15 

Belted. 

10,900 

96      X 

19 

Geared. 

18,20J 

Belted. 

13,400 

94       X 

14 

Geared. 

9.500 

Belted. 

8,900 

29       X 

10 

Geared. 

8,000 

Belted. 

7,100 

90       X 

10 

Geared. 
Belted. 

7,600 

6,900 

18       z 

10 

Geared. 
1     Belted. 

5,000 
4.900 

16       z 

10 

Geared. 

4,900 

Belted. 

4000 

19       z 

19 

Geared. 

8,000 

Belted. 

8.0«0 

0       z 

9 

Belted. 

1,000 

TABLE  42. SIZES  OF  ROLLS  AND  PULLEYS  AND  SPEEDS  OF  BELTED  SOLLS  RECOM- 
MENDED BY  GATES  IRON  WORKS. 


Design. 


High-grade 
High-grade 
High-grade 
■oooomic. 
Bconomio.. 
EcoDomlo.. 


Diameter.      Face. 


ches 

Inches. 

9 

z         4 

96 

z       15 

86 

z       15 

18 

z        10 

94 

z       14 

80 

z       14 

16 

z       10 

Sice  of  Belt  PuUey. 


Inches. 
15z8 
79z19 
96x15 
42x6 
60x8 
72x10 
42x6 


Revolutions  of  Rolls 
per  Minute. 


800 
140 
100 
180 
140 
110 
900 
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D.  Each  roll  driven  separately  by  a  pinion  gear  (see  Fig.  43). 

E.  Geared  rolls  with  a  pair  of  counter  shafts  below  (see  Fig.  44).  In  this 
design  the  belt  shaft  is  placed  below  one  of  the  rolls  and  drives  the  fixed  roll 
above  it  through  one  reducing  gear  transmission,  while  it  drives  the  movable  roll 
by  one  equal  speed  transmission  to  a  counter  shaft  on  a  level  with  it,  and  then 
by  one  reducing  gear  transmission  to  the  roll.  In  this  form  the  driving  pinion 
of  the  movable  roll  is  about  plumb  under  the  gear,  so  that  the  roll  can  be  moved 
in  suflBciently  to  completely  wear  out  the  shells  without  seriously  disturbing  the 
meshing  of  the  teeth  of  the  gears.     On  this  account  finger  gears  are  not  needed. 

P.  Same  as  E,  except  that  the  counter  shafts  are  above.  It  is  probable  that 
the  loss  of  power  in  designs  E  and  F  by  the  extra  gear  transmission  is  balanced 
by  the  loss  from  finger  gears  of  preceding  designs. 

G.  Same  as  A,  except  that  the  finger  gears  are  removed  and  the  second  roll 
is  driven  by  friction  from  the  first  (see  Fig.  45).  This  design  may  be  made  from 
any  of  the  preceding  designs,  except  C,  by  removing  all  the  gears  except  the 
single  transmission  from  the  belt  shaft  to  the  fixed  roll.  Making  these  changes 
on  C  makes  it  become  design  K.  In  using  design  G  for  coarse  crushing,  some 
device,  such  as  Vezin's  auxiliary  spring  (design  K),  should  be  used  to  keep  the 
movable  roll  in  motion  and  prevent  shocks  which  would  otherwise  result  from 
intermittent  feeding. 

H.  Each  roll  driven  by  a  large  pulley  (see 
Figs.  46,  49a,  49c  and  49d).  These  pulleys 
are  driven  either  by  one  open  and  one  crossed 
belt  from  the  same  shaft,  or  by  two  open 
belts  from  separate  shafts  running  in  oppo- 
site directions.  Where  a  crossed  belt  is  used, 
it  always  drives  the  movable  roll. 

I.  Similar  to  H,  except  that  one  pulley  is 
made  smaller  than  the  other  (see  Figs.  47, 
50  and  51).  The  small,  narrow  pulley  is 
put  upon  the  movable  roll  and  does  little 
work.  It  merely  serves  to  keep  the  roll  in 
motion  should  the  feed  cease  to  come.  This 
design,  which  crosses  the  narrow  belt,  has 
the  advantage  over  the  preceding  that  it 
saves  the  use  of  an  extra  shaft  for  two  open 
belts  and  it  avoids  the  crossing  of  a  wide 
belt 

J.  Similar  to  I,  except  that  both  pulleys 
are  on  the  same  side  of  the  rolls.  This 
makes  the  rolls  more  convenient  to  approach 
and  handle,  but  requires  an  outside  bearing 
which  introduces  a  complication  in  the  lin- 
ing of  boxes. 
K.  Similar  to  H,  except  that  there  is  but  one  pulley,  the  movable  roll  being 
driven  by  friction  from  the  fixed  roll.  This  design  has  the  advantage  that  it 
halves  the  number  of  belts  and  pulleys,  which  take  up  space  in  the  mill  and  fre- 
quently interfere  with  the  spouts.  Where  the  rolls  are  not  set  close  together  it 
has  the  disadvantage  that  the  movable  roll  will  stop  when  feed  ceases  and  start 
with  a  jump  when  feed  starts  again.  Vezin  has  overcome  this  by  the  use  of 
auxiliary  springs  (see  Figs.  52a  and  526),  which  put  the  rolls  in  contact  when 
the  ore  feed  lets  up  and  by  so  doing  keep  the  loose  roll  running.  The  total  pres- 
sure exerted  by  these  auxiliary  springs  is  1 J  to  2^  tons  on  20  X  12-inch  rolls  and 
2\  to  3 J  tons  on  the  27  X  14-inch  rolls.     This  method  guarantees  that  the  periph- 


FIG.496. — DETAILS  OF  THE  GATES 
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ery  speed  of  both  rolls  shall  be  the  same.     It  is  applicable  only  to  rolls  that  have 
compression  bolts  and  no  shims. 

The  following  summary  shows  the  number  of  each  design  appearing  in  Table 
40 :  Design  A,  23 ;  design  B,  2 ;  design  C,  1 ;  design  D,  2 ;  design  E,  0 ;  design 
F,  2  ;  design  6,  5 ;  design  H,  20 ;  design  I,  7 ;  design  J,  2 ;  design  K,  1. 


JrlG.  49c. — GATES  "ECONOMIC"  BOLLS  WITH  ONE  PULLEY  BEMOVED. 


FIG.    49rf. — GATES    ''sectional^*    BOLLS    WITH    FEEDEB    AND    WITH    ONE    PULLEY 

BEMOYED. 
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FIG.  50. — krom's  belted  rolls. 


^10,    51. — TTIE   ALUS    RELIANCE    CRUSHING   ROLLS. 
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In  summing  up  the  geared  and  belted  rolls  the  following  points  are  worthy  of 
note.  Geared  rolls  have  the  advantage  where  slow  speed  is  desired  on  account 
of  the  multiplication  of  force  by  the  gears.  Belted  rolls  would  require  extraor- 
dinarily wide  belts  or  large  pulleys  to  do  the  same  work  at  slow  speed.  This 
quality  of  geared  rolls,  however,  makes  them  more  liable  to  break  in  case  they  are 
overfed.  For  high  speed,  belted  rolls  may  have  great  advantage  on  account  of 
their  fewer  moving  parts  and  consequent  less  loss  of  power. 

§  88.  Hoppers  and  Housing. — ^As  before  stated  (see  §  82)  rolls  need  special 
feeders  to  limit  quantity,  to  prevent  choking  by  overfeeding,  to  keep  up  a  suffi- 
cient rate  of  feeding,  and  also  to  regulate  wear.  The  ore  so  fed  is  received  in  a 
hopper  placed  directly  over  the  rolls  to  retain  flying  fragments.  This  hopper 
may  or  may  not  be  a  part  of  the  housing.  The  replaceable  ends  of  the  hopper 
extended  downward  by  the  ends  of  the  rolls  form  the  cheek  plates  which  prevent 
lumps  of  ore  passing  by  uncrushed.  These  cheek  plates  are  made  adjustable,  in 
a  direction  at  right  angles  with  the  shafts  to  keep  up  with  the  wear  of  the  roll 
shells.  The  distance  between  the  cheek  plates  and  the  ends  of  the  rolls  should 
also  be  adjustable,  although  it  is  not  generally  made  so. 

A  housing  of  cast  or  plate  iron  enclosing  the  rolls  to  retain  the  dust,  is  some- 
times used  and  may  be  so  complete  as  to  deliver  the  crushed  ore  in  a  spout  below. 
It  is  made  so  as  to  be  easily  removable.  Housings  with  a  door  for  oiling  are 
also  sometimes  used  to  protect  gears. 

§  89.  Width  of  Face  or  Width  of  Rolls. — In  deciding  this  matter  several 
considerations  are  involved.  Wide  rolls  of  the  same  speed  have  more  surface  and 
hence  greater  capacity.  But  as  the  width  and  capacity  increase,  so  also  do  the 
stresses  to  which  the  frame  is  subjected  and  which  must  be  met  by  a  greater  first 
cost  of  the  machine.  With  the  increase  in  stresses  and  weight  there  is  an  in- 
crease in  journal  friction.  On  the  other  hand  narrow  rolls  are  much  easier  to 
keep  true,  and  by  running  them  faster,  provided  the  speed  does  not  exceed  the 
limit  for  good  work,  the  capacity  lost  by  narrowing  can  be  regained ;  the  stresses 
are  less  and  the  first  cost,  weight  and  friction  are  reduced.  The  experience  in 
Mill  20  leads  the  manager  to  conclude  that  10-inch  rolls  crush  as  much  as  14-inch 
and  wear  much  smoother.  In  this  case  the  ore  probably  covered  the  whole  width 
of  the  roll  more  evenly  and  a  greater  pressure  per  square  inch  was  probably 
exerted. 

The  widths  in  common  use  in  this  country  are  shown  in  Table  43,  which  covers 
the  different  mills  visited.  The  classes  are  those  defined  in  §  72.  For  the 
widths  of  rolls  in  each  mill  the  reader  is  referred  to  Table  34. 


TABLE 

43. — SUMMARY  OF  WIDTHS  OF  ROLLS. 

Width. 

Number 

Number 

Number 

Number 

Sum. 

Inches. 

In  Class  L 

In  Class  11. 

in  Class  lU. 

in  Class  I  v. 

18 

0 

1 

1 

4 

16 

6 

8 

8 

28 

15 

1 

1 

9 

14 

14 

14 

6 

6 

14 

80 

18 

8 

4 

5 

14 

10 

0      » 

9 

8 

6 

0 

0 

0 

1 

1 

§  90.  DiAMETEn  OF  Rolls. — Rolls  are  used  of  diameters  varyino^  from  9  inches 
np  to  42  inches  (see  Table  34).  Rolls  of  large  diameter  apparently  possess  three 
advantages  over  those  of  small  diameter:  (1)  The  increased  surface  allows  more 
rock  to  be  crushed  with  a  single  pair  of  shells,  but  the  gain  is  not  important 
unless  the  renewals  in  the  case  of  the  smaller  rolls  are  so  frequent  as  to  cause 
'serious  delay  and  added  cost.     The  wear  of  shells  per  ton  crushed  would  probably 
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be  the  same  in  both  cases.  (2)  The  larger  rolls  can  make  a  greater  reduction 
in  size  of  lump  with  one  passage  of  ore  through  the  rolls  than  the  smaller,  the 
angle  of  nip,  which  will  be  explained  later,  and  the  periphery  speed  being  the 
same  in  both  cases.  But  since  the  larger  rolls  cost  more  on  account  of  the  larger 
parts  and  the  greater  strength  required  for  the  additional  pressure,  we  may  say 
in  favor  of  small  rolls  that  two  pairs  of  them  in  series  can  make  the  same  reduc- 
tion as  one  pair  of  larger  rolls  with  less  first  cost  and  much  less  sliming  of  the 
ore.  Besides  this  the  smaller  rolls  are  more  easily  run  and  handled,  the  shells 
are  more  easily  and  securely  centered  and  they  wear  more  evenly.  The  journal 
friction  and  the  power  will  probably  be  the  same  in  both  cases.  (3)  Larger  rolls 
have  a  greater  capacity  than  smaller  rolls,  the  reduction  being  the  same,  since 
they  can  be  run  at  a  higher  rate  of  speed  on  account  of  their  more  advantageous 
angle  of  nip.  In  case  both  the  reduction  and  periphery  speed  are  the  same  for 
the  large  and  small  rolls,  then  the  former  will  make  the  reduction  more  gradually 
and  hence  with  less  shock. 

The  diameters  of  rolls  used  in  the  mills  visited  are  shown  in  Table  44  in  their 
respective  classes  of  §  72. 


TABLE  4 

t4. — SUMMARY  OF  DIAMETERS  OF  ROLLS. 

Diameter. 

Number 

Number 

Number 

Number 

Sum. 

Inches. 

inCUiMl. 

in  Clan  n. 

in  Class  m. 

in  Class  rv. 

49 

0 

0 

0 

1 

86 

6 

9 

9 

11 

81 

0 

0 

80 

5 

17 

39 

28 

0 

0 

27 

9 

1 

96 

0 

7 

11 

94 

6 

8 

18 

29 

0 

9 

91 

1 

0 

90 

9 

6 

18 

0 

B 

16 

0 

0 

0 

1 

19 

1 

0 

0 

0 

One  large  manufacturer  of  rolls  places  24X14  inches,  another  places  26X14 
or  16  inches  as  the  best  standard  roll.  An  argument  against  excessively  large 
rolls  may  be  based  upon  the  facts  given  in  Table  52,  which  shows  that  large  rolls 
have,  in  the  majority  of  cases,  a  more  favorable  angle  of  nip  than  is  necessary. 

§  91.  Periphery  Speed. — By  reference  to  Table  34,  it  will  be  seen  that  for 
coarse  rolls  the  revolutions  per  minute  vary  from  SJ  to  100,  and  for  fine  rolls 
from  24  to  130.  From  these  widely  diverging  figures  obtained  from  practice 
it  is  clear  that  no  law  for  revolutions  is  as  yet  developed.  Moreover  a  moment's 
thought  upon  the  subject  brings  out  the  fact  that  speed  of  revolution  is  not  as 
good  a  criterion  for  comparison  as  periphery  speed,  for  a  roll  10  inches  in  diame- 
ter, making  90  revolutions,  and  a  roll  30  inches  in  diameter,  making  30  revolu- 
tions per  minute,  vary  greatly  in  number  of  revolutions,  yet  the  length  of  surface 
acting  is  the  same  in  either  case,  viz. :  235.5  feet  per  minute.  Again,  considered 
from  a  mathematical  standpoint,  the  same  pair  of  rolls  must  run  t\tice  as  fast 
to  crush  J-inch  cubes  down  to  i  inch  as  they  must  to  crush  1-inch  cubes  down 
to  i  inch,  the  amount  crushed  being  the  same  in  both  cases. 

Table  45  contains  the  opinions  of  different  authors  as  to  periphery  speed,  and 
Table  46  those  of  manufacturers. 

Table  47  contains  the  size  and  periphery  speed,  together  with  the  class  of  rolls, 
of  the  different  rolls  in  mills  visited  by  the  author.  The  reader  will  find  in 
Table  34  the  sizes  of  ore  crushed,  which  will  be  of  assistance  in  comparing  these 
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Diameter. 
MctHr>. 

RpvohitioM 
per  Miiiuie. 

Periphery  Speed. 
Feet  per  Minute. 

mttinger 

60  to  180 
90  to  180 

160 

600  to  700 

197 
98 

m 

99 
(894 
1498 

DftTteflTcQemukOT)..  .. 

Davit's  (France) 

fl^hHn 

aaetaehauum 

Kunhardt  (Europe). . . 
Unkenbach,,.. ....... 

10-8 

88 
18 

TABLE  46. — PEBIPHEBY   SPEED  OF   ROLLS  OIVBN   BY    MANUFACTURERS. 


Diameter. 
Inches. 

Design. 

Peripherr  Speed. 
Feet  per  Minute: 

(Colorado  Iron  Worin 

)«0 
140 

810 

885 

858  to  814 

900 

90O 

800 

885  to  487 
167  to  188 
864  to  1.800 

886  to  471 
188  to  197 
814to868 

aRKrom 

Gatmlron  Worlni x,.w..x 

Fraaer  Sl  Ohalmem ^ . 

Coarse  rolls. 

Fine  rolls. 
(Belted. 
1  Geared. 

Steams-Bic^l^r  Manaf aoturing  Co 

Farr^  Fo*in^i7  and  Machine  Co  .... . 

F.  M.  Davis  Iron  Works 

\  Belted. 

)  Geared. 

GcArHl, 

Jackson 

TABLE  47. — REVOLUTIONS  AND  PERIPHERY   SPEED  OF  K0LL3. 
Abbreriations.— Arer.=arerage;  Ft.=feet;  Min.=minute;  No.=number;  Per. = periphery. 


CLASS  L 

CLASS  IL 

CLASS  in. 

CT,A8s  rv. 

d 

1^ 
II 

d 

|| 

|i 

d 

9d 

|l 

i 

II 

!^ 

Mfl] 

^ 

Slse. 

Mill 

*A 

Slae. 

li 

k 

Mill 

'A 

Siae. 

11 

Mil) 

:c 

Slie 

^. 

No. 

i 

Inches. 

No. 

=3 

Inches. 

No. 

^ 

Inches. 

No. 

2 

Inch^^i^. 

-is 

11 

10 

A 

I& 

It 

&l 

li 

It 

u 

8 

18x14 

100 

814 

23x14 

22 

127 

20 

24x12 

100 

628 

10 

2 

18x14 

82 

104 

15 

8Szl4 

42 

242 

12 

26x12 

20 

136 

21 

24x14 

80 

506 

16 

18x14 

75 

868 

1C 

18x14 

75 

858 

17 

20x14 

90 

471 

22 

80x16 

40 

314 

17 

20x14 

90 

471 

21 

27x14 

80 

665 

18 

80x14 

45 

424 

28 

27x14 

100 

706 

20 

16x9 

120 

506 

S 

80x16 

88 

280 

20 

24x13 

92 

578 

24 

80x12 

24 

188 

22 

80x16 

40 

814 

28 

87x14 

100 

706 

24 

HS^ 

24 

179 

26 

36x16 

50 

471 

23 

2rxl4 

100 

706 

25 

80x14 

^ 

87 

27 

42 

896 

27 

21x16 

40 

220 

24 

30x12 

24 

188 

26 

86x16 

896 

88 

26x14 

40 

272 

28 

24x14 

26 

163 

25 

80x14 

60 

4n 

26 

86x16 

48 

896 

88 

80x16 

24H 

192 

41 

30x15 

24 

188 

27 

.'«Jx14 

100 

942 

29 

81x19 

45 

247 

87 

26x15 

40 

272 

B6 

20x10 

30 

157 

28 

26x14 

40 

272 

80 

86x14 

40 

877 

98 

80x15 

84 

8S0 

87 

36x14 

37H 

853 

28 

80x16 

85 

275 

81 

86x18 

40 

877 

98 

2 

24x16 

180 

817 

89 

30x18 

100 

942 

80 

80x16 

80 

236 

8< 

8fxl6 

88 

2*7 

98 

8 

21x10 

180 

817 

00 

2 

18x12 

180 

618 

30 

24x14 

86 

211 

34 

1 

80x14 

48 

877 

93 

2 

24x12 

80 

188 

81 

24x12 

36 

826 

JB       1 

86x15 
80x16 

68 

31 

488 
248 

Aver. 
887 

32 
32 

86x14 
80x14 

55 

60 

519 
471 

40 

1 

Aver.. 

4^^ 

a 

80x16 

81 

248 

408.6 

82 

80x14 

60 

471 

41 

80x15 

16 

126 

38 

20x10 

42 

220 

80 

27x14 

22 

156 

87 

20x15 

47 

279 

87 

86x14 

40 

877 

87 

20x12 

42 

220 

88 

87x14 

40 

2S8 

87 

42x12 

87 

407 

80 

80x18 

90 

707 

38 

28x16 

60 

406 

90 

84x14 

100 

688 

38 

26x15 

60 

406 

83 

80x14 

85 

196 

88 
39 
39 

26x15 
30x16 
26x15 

60 
38 
40 

408 
296 
2?2 

Aver. 

845.7 

40 
40 
42 
48 
80 

30x16 
80x16 
22x16 
80x16 
80x18 

81 
60 
50 
60 
100 

948 
471 
288 
471 
942 

:S»»  1 

88 
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figures.  It  is  clear  that  averages  taken  from  such  widely  diverging  figures  can 
be  of  little  value,  although  the  table  shows  that,  as  a  general  rule,  fine  rolls  have 
a  greater  speed  than  coarse  rolls.  The  reason  for  this  is  that  where  the  ore  ie 
coarse  and  the  feed  is  more  or  less  uneven,  the  rolls  jump  more  and  there  are 
greater  strains  produced,  so  that  they  cannot  be  run  so  fast  as  rolls  treating  fine 
material  evenly  fed.  The  average  speed  of  all  the  rolls  is  379.2  feet  per  minute. 
For  practical  use.  Table  48  has  been  prepared,  showing  the  number  of  revolu- 
tions per  minute  that  rolls  of  different  diameter  must  have  to  produce  diflferent 
periphery  speeds. 

TABLE   48. — REVOLUTIONS   REQUIRED   POR   VARYING   PERIPHERY    SPEEDS. 


Diametar 

rtxi^hmj  I^pe6d  In  foot  pw  Miouto. 

ofRoltoiii 

60 

100 

150 

600 

800 

400 

600 

600 

700 

800 

000 

1000 

iDOilM. 

• 

91 

48 

64 

86 

187 

170 

918 

855 

9g7 

840 

888 

494 

16 

16 

64 

86 

48 

79 

86 

119 

148 

167 

191 

915 

9S0 

S 

10 

16 

86 

88 

67 

76 

86 

115 

164 

158 

179 

101 

M 

8 

16 

64 

88 

48 

64 

SO 

96 

111 

197 

148 

150 

96 

7 

15 

88 

86 

44 

66 

74 

88 

106 

118 

188 

147 

80 

6 

18 

16 

86 

88 

51 

64 

70 

80 

106 

115 

197 

66 

6 

11 

16 

61 

88 

49 

58 

64 

74 

85 

05 

106 

48 

6 

6 

14 

18 

87 

86 

45 

55 

64 

78 

8i 

01 

There  seems  to  be  a  tendency  in  some  quarters  toward  high  speed  rolls. 
Another  argument  for  this,  in  addition  to  those  which  have  been  brought  out  in 
the-preceding  sections,  is  that  high  speed  rolls  are  much  smoother  running,  owing 
to  their  greater  inertia  which  at  the  instant  the  lump  is  nipped  supplies  more  or 
less  force  to  aid  in  the  crushing.  How  great  this  force  is  may  be  understood 
by  considering  it  equivalent  to  the  force  necessary  to  move  the  mass  of  one  roll 
away  trom  another  a  very  short  distance  in  an  extremely  small  fraction  of  a  sec- 
ond. No  data  is  at  hand  to  compute  this  force,  but  under  certain  conditions  it 
may  become  very  considerable  (thousands  of  pounds)  where  the  speed  is  high 
and  the  lump  yields  with  difficulty.  This  force  is  entirely  supplementary  to  that 
exerted  by  the  springs  and  it  varies  as  the  square  of  the  periphery  speed  of  the 
rolls,  other  things  being  equal. 

Some  authorities  advocate  running  one  of  the  rolls  slightly  faster  than  the  other 
in  order  to  prevent  the  exact  mating  of  the  rolls  and  consequent  possible  uneven- 
ness  of  wear  resulting  therefrom.  This  is  especially  true  with  geared  rolls.  The 
E.  P.  Allis  (Reliance)  rolls  are  geared  differentially  1  in  50,  which  is  reported  to 
work  advantageously  on  gears  and  rolls.  S.  K.  Krom's  belted  rolls  (see  Fig. 
60)  drive  the  small  pulley  1  in  100  faster  than  the  large  pulley.  This  is  prob- 
ably intended  to  prevent  the  former  from  lagging  behind.  The  use  of  any  con- 
siderable differentiation  of  this  kind  to  produce  grinding,  with  a  view  of  increas- 
ing the  crushing  power,  has  been  proved  fallacious  on  hard  brittle  ores,  requir- 
ing increased  power  without  corresponding  benefit.'^  In  regard  to  soft  clayey 
ores,  however,  the  case  is  different.  S.  I.  Hallet,  of  Aspen,  Colo.,  reports  a 
special  case  of  rolls  used  in  a  sampler  which  had  run  33  months  and  crushed 
82,000  tons.  They  were  fed  with  2-inch  lumps  from  a  breaker  and  crushed  to 
1  inch.  The  shells  were  soft  steel  and  were  never  trued  up  and  were  in  fair  shape 
at  the  time  of  reporting.  One  roll  runs  25%  faster  than  the  other.  The  ore 
which  is  soft,  being  largely  composed  of  limestone  and  clay,  when  crushed  by 
ordinary  rolls,  forms  ribbons  or  "pancakes,**  while  the  above  differential  adjust- 
ment tears  the  ore  apart,  completely  overcoming  the  difficulty.     The  differentia- 
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lion  was  found  to  be  almost  absolutely  necessary,  as  it  saved  a  great  deal  of  labor 
afterward.     The  wear  of  the  roll  shells  was  slightly  increased. 

§  92.  Space  BirrwEBN  Rolls  and  Angle  of  Nip. — Spaces  vary  from  rolls 
close  together  or  practically  no  space,  up  to  J  inch  apart  (see  Tabla  34).  The 
relation  between  the  diameter  of  ore  fed  to  rolls  and  the  space  between  them, 
that  is  to  say  the  amount  of  reduction,  is  most  important  if  rolls  are  to  do  their 
best  work.    A  common  rule  for  coarse  rjlls  is  that  the  space  should  be  one-half 


FIG.  53. — angle 

OF  NIP. 


Fio.  54. 


FIG.  55. 


the  diameter  of  the  maximum  lump  fed.  This,  however,  is  an  Imperfect  rule, 
as  it  does  not  include  the  consideiation  of  the  angle  of  nip. 

Angle  of  Nip. — If  rolls  C,  D,  (see  Fig.  53)  be  fed  with  a  sphere  of  rock  E 
the  tangents  to  the  rolls  at  aa,  the  points  of  contact  with  the  sphere  meet  below, 
forming  an  angle  2N,  the  half  of  which,  N,  is  called  the  angle  of  nip. 

This  angle  may  have  values  from  0"*,  where  the  space  between  the  rolls  is  as 
large  as  the  feed  lump,  increasing  upward  until  the  angle  is  so  large  that  the 
rolls  cannot  nip  the  fragments.    This  angle  of  nip  in  any  case  will  depend 


for  its  value  upon  the  diameter  of  the  rolls,  the  diameter  of  the  lump  of  ore 
fed  and  the  distance  apart  to  which  the  rolls  are  set,  and  it  is  affected  in  the 
following  ways:  It  is  diminished  by  increasing  the  diameter  of  the  rolls,  by 
increasing  the  space  between  the  rolls,  and  by  diminishing  the  size  of  the  lumps 
fed  to  the  rolls.  Figs.  54  and  55  show  that  the  larger  rolls,  acting  on  a  given 
sphere,  have  smaller  angles  of  nip.  Figs.  54  and  56  show  that  larger  spaces 
give  smaller  angles  of  nip.  Figs.  54  and  57  show  that  smaller  feed  lumps  give 
a  smaUer  angle  of  nip. 
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All  relations  between  size  of  feed,  space  between  rolls^  radius  of  rolls  and 
angle  of  nip  can  be  expressed  by  a  simple  formula^  which  is  derived  as  follows 
(see  Fig.  58)  :     If  &=radiu8  of  sphere  to  be  crashed,  a=^  space  between  roUs^ 

iV=angle  of  nip  and  r=radius  of  roll=i  diameter,  then        ..= Cosine  N, 

There  are  two  values  of  this  angle  of  nip  which  are  of  special  interest  to  the 
ore-dresser,  namely,  when  it  equals  the  angle  of  friction  and  the  rolls  do  no 
work ;  and  the  practical  angle  of  nip,  at  which  rolls  will  work  satisfactorily.  The 
angle  N  becomes  the  angle  of  friction  when  it  is  of  such  a  value  that  a  sphere 


TABLE  49. — SPACE  BETWEEN  ROLLS  AND  ANOLB  OP  NIP. 
Abbreviations.— Deg.=de^ree;  lfin.=minute;  No.=number;  Tr.=trommeL 

CLASS  I. 


FtedSiMi 


1-0  (25.4-0  mm.) 
0.787-0.079(90-9  mm.) 
1-0  (25. 4-0  mm.) 
1-0  (25.4-0  mm.) 
14-0(88.1-0  mm.) 
1v2-0  (38.1-0  mm.) 
.  .(26.4-0  mm.) 
1-0  (26.4-0  mm.) 
0.660-0  (17-0  mm.) 
"* '  "  (68.6-0  mm.) 

(88.1-0  mm.) 
.^.  ^(88.1-0  mm.) 
1-0  (26.4-0  mm.) 
1-0  (26.4-0  mm.) 
1-0  (26.4-0  mm.) 
1-0.224  (26.4-1.62  mm.) 
(88.1-0  mm.) 

(88.1-0  mm.) 
.^JS.4-0mm.) 
i-0  (19.1-0  mm.) 


14-0(88 
14-0(88 
1-0  (26.4 


(88.1-0  mm.) 


SfMM. 


^  MO.  1mm.) 

Cnose. 

4  (6.86  mm.) 

0.4  (10.2  mm.) 

Cloi«e. 

(8.18-4.78  mm.) 
(8.18-4.76  mm.) 

(Id.  7  mm.; 

(12.7  mm. 

(12.7  mm.; 

(8.18  mm.; 

(12.7  mm. 

(8.18  mm.: 

-8.18  mm.' 

(12.7  mm. 

(6.36  mm.; 

(12.7  n 
Close. 

^    ^(12.7-19.1  mm.) 
1^(^1.8  mm.) 


Slie  of  Umiting 
Trommel 


0.487  (12.4  mm.) 
1.18  (80  mm.) 
0.167  (4. ;»  mm.) 
0.472  (12  mm.) 
0.276  (7  mm.) 
0.286  (6  mm.) 
0.224  (.'S.70  mm.) 
0.224  (6.70  mm.) 
0.815  (8  mm.) 
0.98  (25  mm.) 
0.700  (18  mm.) 
0.472  (12  mm.) 
0.680  (16  mm.) 
0.787  (20  mm.) 
0.787  (20  mm.) 
0.244  (6.64  mm.) 
4  mesh. 
8  mesh, 
f  (2.11  mm.) 
Joes  to  No.  2  rolls. 
Goes  to  log  washer. 


Ratio  of 


Feed 

to 
Space. 


1.26 


4 
8H 


It* 


Feed 
toTr. 
Hole. 


Tr.Hole 
toRoU 


2.0 
0.7 
6.0 
2.1 
6.4 
6.8 
4.5 
4.6 
2.1 
2.5 
9.1 
8.2 
1.6 
1.8 
1.8 
4.6 


19.0 


0.64 


0.67 
1.18 


1.8-1.2 
1.8-1.2 
0.63 
2.0 
1.4 
8.8 
1.96 
6.29 
6.29 
0.46 


Arr1«>  of 

Nip. 
Deg.  Min. 


8  27 

16  89 

18  17 

11  17 


17  45 

12  29-12  2 

12  29-12  2 

7      10 

18  88 
18  16 
16     44 


11 
18 
IS 


16 
89 
89 


10  51 
14  6! 
16  60 
14  86 
89-0 
7      18 


CLASS  n. 


10 

%^  (19.1-12.7  mm.) 
1  mA  mm.)-4  mesh. 
0.591-0  (16-0  mm.) 

Close. 

4  (12.7  mm.) 

1.5 

1.6 

1 

8       9 

12 

2  mesh. 
0.r)9l  (15  mm.) 

15      89 

17 

1.0 

18      59 

18 

14-0.141  (88.1-8.68  mm.) 

4  (6.85  mm.) 
4  (12.7  mm.) 

0.068(2.11  mm.) 

6 

18.0 

0.88 

14      51 

20 

14-4  (88.1-6.4  mm.) 
4-0J»4  (12.7-10  mm.) 

0.252  (6.4  mm.) 

8 

6.0 

0.5 

16       5 

24 

4->i  (8.5-12.7  mm.) 
4  (12.7  mm.) 
4  (8.18  mm.) 

0.276  (7  mm.) 

1^1 

1.8 

0.56-0.82 

6  90 

27 

(a) 

^(15  86  mm.) 

8 

24 

1.25 

13      16 

28 

14-0.680  (81 .75-16  mm.) 
0.816-0.288  (8-6  mm.) 

0.630  (16  mm.) 
0.288  (6  mm.) 

10 

2.0 

5.08 

24       6 

29 

CHose. 

1.8 

90      18 

92 

9^-0.102(19.1-2.69  mm.) 

Close. 

0.060  (1.58  mm.) 

12.5 

14      41 

92 

0. 102-0.060  (2.69-1 .58  mm.) 

Close. 

0.058  (1.47  mm.) 
0.058  (1.47  mm.) 

1.8 

6      17 

90 

0. 102-0.058  (2.69-1 .47  mm.) 

Oloee. 

1.8 

5      17 

(a)  This  is  through  a  Blake  breaker  set  at  1 4  inches  (88. 1  mm.)  and  on  a  trommf*!  with  14  incbos. 

CLASS  III. 


90 

2 

14-0.262  (88.1-6.4  mm.) 
1-0.167(25.4-4.26  mm.) 

Vi  (6.86  mm.) 
(.Mose. 

0.252  (6.4  mm.) 

6 

6.0 

1.008 

18       1 

21 

2 

0.167  (4.25  mm.) 

6.0 

10      67 

22 

2 

1-0  (26.4-0  mm.) 

Close. 

0.472  (12  mm.) 

2.1 

11     86 

28 

2 

14-0  (88.1-0  mm.) 

Close. 

0.276  (7  mm.) 

5.4 

18     40 

24 

2 

4-0  (12.7-0  mm.) 

i.i-A(6.8e^4.7«mm.) 

Close. 

0.276  (7  mm.) 

»-a« 

1.8 

i.i-i.47 

7  21-8  18 

26 

3  1-0.224  (25.4-5.7  mm.) 
2  10.669-0.815  (17-8  mm.) 

0.224  (5.7  mm.) 

4.6 

18     21 

29 

4  (6.86  mm.) 
4(12.7imn.) 

0.315  (8  mm.) 

2.7 

2.1 

1.26 

8       2 

80 

2 

24-0.964  (68.5-25  ram.) 

0.984  (25  mm.) 

5 

2.5 

2 

22      24 

86 

2 

14-0.224(88.1-5.54  mm.) 

Close. 

0.224  (5.54  mm.) 

6.9 

21      82 

W 

9, 

14  (88.1  mm.)-4  mesh. 

Close. 

4  mesh. 

10      15 

88 

2 

14(38.1  mra.>-8mesh. 

Close. 

3  mesh. 

18     40 

89 

2 

Vi- A  (19.1-2.11  mm.) 

Close. 

T^  (2.11  mm.) 

9.1 

....... 

12     81 

90 

2i.'»^-Od9.1-Omm.) 
2jU.j-0.229(38.I-0mm.> 

Close, 

i(  6 .  S.'Sm  m .  )-20  mesh 

8 

16      15 

98 

4  (6.85  mm.) 

0.229  (6  mm.) 

6 

6.8 

0.94 

18       1 
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TABLE  49. — SPACE  BETWEEN  ROLLS  AND  ANGLE  OF  NIP. — Concluded. 

CLASS  IV. 


766(1  8196. 

Inchee. 


Bpaoa 


16  of  Limiting 
Trommel. 


Ratio  of 


Feed 

CO 

SpAoe. 


Ftad 
toTr. 
Hole. 


Tr.Hole 
toRoU 
Space. 


ADRleoC 

Nip. 
Des.Min. 


10 
15 
16 
17 
SO 


24 
85 
27 
88 
28 
80 
80 
81 
81 
8S 
83 
88 
83 
85 


^(19.7-0  mm.) 
-0.0B(«5.4-8.88mm.) 

0.787-0  'SO-0  mm.) 

0.901-0(15-0  mm.) 

0.88S-0.060  (6.4-1.68  mm.) 

1-0(25.4-0  mm.) 

1H-0  (88.1-0  mm.) 

U-C  (19.7-0  mm.) 

6.886-0  (6-0  mm.) 
-  (15.9-8.85  mm.V 
690(81.75-16  mm.) 


0.880-O.iaS  (16-8H  mm.) 
0.964-0.976  (95-7  lum.) 
0.876-0(7-0  mm.) 

o: 


U^.166  (88.1-4  mm.) 
L168-0(4;0mm.) 

)!815- 
J.  197- 


815(88.1-8  mm.) 
0.815-0.197(8-5  mm.) 
0. 197-0.079  i5-8  mm.) 
"VO  (18.7-0  mm.) 

984  (95  mm.)  to  sand. 
IH-K(88.1-».95mm.) 
lH-0  (88.1-0  mm) 
^g-0.098  (9.61-8.5  mm.) 
lH-0.591  (38.1-15  mm.) 
0.591-0.885  (15-8^  mm.) 
0.7h7-0.876(80-7mm.) 
0.976-0  (7-0  mm.) 
^-0  (6.85-0  mm.) 
1-0. 118  (85.4-8  mm.) 
iV-0(2.11-4)mm. 


cnoee. 
Cloee. 
Cloee. 
Close. 
Close. 
Close. 
Close. 

«-A  («.»-«.» I 

CloMe. 

U  (8.17  mm.) 

Close. 
Close. 
Cloee. 
(6.86  mm.) 


t 


a. 


Close. 
Cloee. 
Close. 
Close. 
Cloee. 

I  (18.7  mm.) 

|(G.a5oun.) 

ilose. 

k  (4.76  mm.) 

Ilose. 

Close. 
Close. 
Cloee. 


,  (18.7  mm.) 
,487  (18.4  mm.) 
1.18  (80  mm.) 
0.691  (16  mm.) 
0.060  (1.58  mm.) 
0.479  (18  Dun.) 
0.876  (7  imn.) 
0.976  (7  mm.) 
ToJiCT. 
U  (8.85  mm.) 
0:680  (16  mm.) 
0.188  (8^  mm.) 


0.098  (8U  mm.) 
0316,0  lOT(8.5mm.; 
a815,0.197X8.5mm.> 
0.815A197(8Jimm.> 

_   («)(d) 
0.098  (8U  mm.) 
To  No.  8  rolls. 
0.197  (5  mm.) 
0.098(1^  mm.) 


[V^  mm.) 

0.787  ($0  mm.) 
0.118  (8  mm.) 
0.1  (8.54  mm.) 
0.118(8  mm.) 
^  (8.11  mm.) 


8^iH 


8 

ii'.i' 


1.0 

8.0 

0.66 

1.0 

4.8 

8.1 

5.4 

1.8 


1.9 
8.0 
4.6 
1.0 
1.4 
8.1 
1.6 
4.7 
1.0 
0.6 
8.5 
10.0 


7.6 
8.8 
1.0 
0.4 
1.0 
8.8 
8.5 
8.5 
1.0 


1.-1.47 


8.68 


8.8 


0.79 


8 

ii'.i' 


18     81 
16     57 


16 
18 
10 
14 


89 
60 
6 
86 


18     40 

7  81-8  18 

7     80 


9 
84 
11 
14 

8 
18 

6 


5 
88 
89 
89 

1 
88 


16  15 

8  16 

6  84 

18  41 

15  81 

18  11 


17 
9 

16 
11 
18 

7 
8 
14 

4 


40 
88 

17 
48 
44 
86 
86 
16 


(a) 0.081, 0.50'. O.:)040»,  15, 10mm.).    (5)0.197,0.096(6,  8^  mm.),    (c) 0.709, 0591,  0158(18, 15,4mm.).    (d)Thi« 
trommel  to  sectioiiul.    (e)  0.8,  0.18  (5.08, 8.80  mm.),    (t)  IH*  0.691  (88.1, 15  mm.). 


fed  to  the  rolls  will  just  slip  upon  the  points  of  contact  and  therefore  fail  to  be 
crushed. 

Table  49  shows  the  spaces  and  the  angles  of  nip  used  by  the  rolls  in  the  mills 
visited  by  the  author,  the  rolls  being  divided  into  classes  according  to  §  72. 

A  study  of  the  figures  given  in  the  table  shows  angles  of  nip  ranging  from 
4**  16',  up  to  24°  5 ,  with  an  average  of  about  13°  30'.  The  rolls  having  the 
lower  values  undoubtedly  have  more  favorable  angles  of  nip  than  is  necessary. 
The  rolls  having  the  higher  values  are  able  to  work  probably  through  some  favor- 
able condition  of  the  minerals  referred  to  below.  Between  these  extremes  there 
must  be  some  standard  angle  of  nip  which  can  be  referred  to  as  safe  for  average 
conditions.  Practically  the  size  fed  to  the  first  coarse  rolls,  that  is  to  say,  the 
rolls  fed  by  the  rock  breaker,  is  pretty  well  settled  by  the  practice  in  the  mills  to 
be  1^  inches  (38.1  mm.)  diameter,  although  this  may  not  be  theoretically  the 
best  size;  there  are  then  left  the  two  variables,  namely,  the  diameter  of  the  rolls 
and  the  space  between  them.  Throwing  out  the  larger  values  of  those  rolls 
which  work  under  very  favorable  conditions,  we  may  assume  that  the  angle  of 
nip  of  rolls,  24  inches  in  diameter  when  set  at  \  inch  apart  and  crushing  l|-inch 
lumps,  is  the  standard  maximum  safe  angle.  And  then  by  making  tables  we  can 
see  under  what  conditions  the  different  sizes  of  rolls  can  realize  this  angle  and 
to  what  extent  under  other  conditions  they  will  differ  from  it.  This  angle  is 
practically  16°  (actually  16°  12'). 

To  exhibit  the  relations  between  the  diameter  of  rolls,  the  size  of  feed  and  the 
space  between  the  rolls,  when  the  angle  of  nip  is  16°,  Tables  50  and  51  have  .been 
constructed.     Table  50,  for  different  spaces,  gives  the  size  of  feed  that  will  give 
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16®.  It  shows,  for  example,  that  24-inch  rolls  set  with  J-inch  space  should  be 
fed  with  lumps  whose  maximum  size  is  not  larger  than  1.48  inches  in  diameter 
in  order  to  get  an  angle  of  nip  not  larger  than  16**. 

TABLE  60. — SIZES  OP  FEED  WHICH  WILL  GIVE  AN  ANOLE  OP  NIP  OP  16°  ON    DIP- 

PEBENT   ROLLS. 


Space  Between  the  Bolls  in  Inchca. 

Dluneter 

oTBoUilD 

iDOilM. 

H 

H 

M 

H 

M 

H 

0 

Tbe  Siae  of  l^oed  in  Inches  to  the  Bolls  wOl  be 

» 

9.96 

9.10 

1.96 

1.84 

1.71 

1.67 

1.46 

80 

1.90 

1.86 

1.78 

1.60 

1.47 

1.84 

1.81 

96 

l.flO 

1.70 

1.66 

1.44 

1.81 

1.17 

1.06 

94 

1.74 

1.61 

1.48 

1.86 

1.98 

1.10 

0.86 

90 

1.68 

1.46 

1.88 

1.90 

1.06 

0.04 

0.80 

16 

1.49 

1.90 

1.16 

1.08 

0.90 

O.W 

0.64 

9 

1.14 

1.01 

0.88 

0.76 

0.69 

0.49 

0.86 

Table  61,  for  the  diflEerent  siases  of  feed  gives  the  spaces  which  will  yield  an 
angle  of  nip  of  16®.  It  shows,  for  example,  that  24-inch  rolls,  which  are  fed 
with  l^-inch  lumps,  should  have  a  space  as  large  as  0.512  inch  between  the  rolls 
to  get  an  angle  of  nip  of  not  over  16°. 

TABLE  61. — SPACES  WHICH  WILL  GIVE  AN  ANOLE  OP  NIP  OP  16"*   ON  DIPPEBSNT 

BOLLS. 


Diameter 

of  Bolls  In 

Inches. 

Size  of  Peed  to  Rolls  In  Inches. 

1^ 

m 

1 

H 

H 

M 

Space  between  Rolls,  (a) 

86 
80 
96 
94 
90 
16 
9 

.046 
.980 
.439 
.619 
.666 
.888 
1.108 

.088 
.101 
.970 
.494 
.680 
.861 

.081 
.185 
.840 
.618 

.101 
.879 

.188 

(a)  Where  blank  spaces  are  left  the  angle  of  nip  is  less  than  16«  with  the  rolls  set  dose  together. 

As  previously  stated,  the  mill  man  wishes  to  decide  what  reduction  he  can 
make  with  the  rolls  he  has  in  his  mill  and  at  the  same  time  keep  the  angle  of 
nip  within  a  favorable  value.  Table  52  has  been  prepared  to  enable  him  to  make 
this  decision  at  a  glance. 

For  example,  suppose  his  rolls  are  26  inches  in  diameter  (left  column) ;  if  he 
wishes  to  reduce  his  feed  lumps  to  one-fourth  their  size  (first  line),  then  IJ-inch 
lumps  (second  line)  will  be  the  largest  size  that  he  can  feed,  which  will  yield  an 
angle  of  nip  below  16**,  namely  15®  7'.  From  this  table  he  will  see,  that  if  his 
rolls  are  24  inches  in  diameter,  he  can  crush  from  l^-inch  feed  to  ^-inch  space 
and  still  have  practically  the  favorable  angle,  namely  16®  6';  and  that  if  his 
rolls  are  16  inches  diameter,  he  can  crush  from  1-inch  feed  down  to  ^-inch 
space  and  still  be  practically  within  the  favorable  angle,  16®  6'.  The  table 
further  shows  the  amount  of  reduction  the  different  rolls  can  effect  at  one  pas- 
sage of  the  ore;  for  example,  9-inch  rolls  cannot  reduce  IJ-inch  lumps  below 
l|-inch  space  (angle  of  nip=15®  21')  without  overstepping  the  safe  angle  of 
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nip,  while  24-mch  rolls  can  reduce  1^-inch  lumps  down  to  ^incfn  space  (angle  of 
nip=16**  6')  and  36-inch  rolls  can  reduce  IJ-inch  lumps  down  to  A-inch  space 
(angle  of  nip=15^  12')  without  overstepping  the  safe  angle  of  nip.  The  use 
of  Table  52  for  deciding  questions  of  graded  crushing  is  explained  in  §  99. 
The  angle  of  nip  may  be  studied  mathematically  as  follows : 
Let  E  (see  Fig.  69)  be  the  lump  of  ore  to  be  crushed.  The  elementary  forces 
acting  on  J?  are  £  and  T,  which  act  normally  and  tangentially  to  the  roll  respec- 

TABLE  52. — ^ANGLES  OF  NIP  FOR  VARIOUS  SIZES  OF  FEED  AND  VARIOUS  REDUCTIONS 

ON   DIFFERENT  ROLLS. 


RedncUon  or  Ratio  of  Finish  Bias  to  81m  Fed  to  the  RoDii 

K                        li                        H 

H 

8iM8  Fed  to  the  Rolls,  io  Incbea. 

DtenMtor 

of 
BoUa. 

m 

1J4  1    1     «     M     H     m 

IH 

1 

H 

H 

H 

IH 

IH 

1 

Space  between  the  Rolls  in  Inches. 

1'^    1    II 

H        A 

H      A 

H 

H 

H      H  \   H   \   H 

H 

A 

H 

Angles  of  Nip. 

iDchfla. 

II 

II 

ii 

II 

a 

a 

Is 

H 

II 

ii 

U 

la 

Si 

a 

II 

M 
80 
96 
94 
90 
16 
9 

S     6 
8    58 
0    88 
0    60 

10  48 

11  68 
16    21 

7  25 

8  7 

8  41 

9  1 
9    60 

10   66 
14    11 

6  40 

7  14 

7  4C 

8  f 

8  51 

9  5C 
19   60 

6    48 
6    90 

6  47 

7  t 

7  4S 

8  84 
11    16 

4  45 

5  11 

5  84 

6  48 

6  90 

7  5 
9   18 

8    82 
8    41 
8    57 
4     7 

4  80 

5  2 

6  40 

11  90 

12  80 
18    25 

13  66 

15  10 

16  60 
91    47 

10  82 

11  88 

12  19 
19    48 
18    87 
15    89 
90     8 

9    26 

10  18 

11  8 
11    20 
19    81 
18    56 
18    19 

8    11 

lU 

0    60 
10    54 
19     0 
15    66 

6  12 

7  90 

7  58 

8  11 
8    67 
0    50 

18    10 

4  45 

5  12 

5  86 

6  49 

6  96 

7  7 
9   96 

18    15 

14  88 

15  80 

16  6 

17  87 
10    98 
25    12 

12    12 
18    18 
14    15 
14    48 

16  8 

17  53 
28    16 

10  54 

11  54 

12  59 
18    16 
14    98 
16     6 
21     9 

or  Ratio  oC  Finish  Siae  to  Siae  Fed  to  the  Rolls. 

H                          a                                  H 

sixes  Fed  to  the  Rolls  in  Inches. 

I>ianMter 

H   Jl  IH 

of 

H 

H 

H 

m 

m 

1 

H 

H 

m 

1 

H       }i       H 

j|^|4l^ 

Space  between  the  Rolls  In  Inches. 

H|    * 

A 

H 

A       M 

A 

H 

A 

A 

A 

H 

A 

A 

A 

Angles  of  Nip. 

II 

ii 

II 

ii 

II 

H 

ii 

II 

ii 

Ii 

ii 

II 

II 

II 

ii 

86 

9   81 

7   46 

5    80 

14     4 

19    66 

11    88 

10     6 

8    13 

5    60 

15    12 

18    58 

19    99 

10    63 

8    58 

6    18 

80 

10   94 

8  90 

6     9 

16    91 

14     7 

19    88 

n    9 

9     0 

6    93 

16    86 

15    14 

18    80 

11    64 

0    48 

6   54 

96 

11    11 

9     6 

6    27 

16    97 

15     7 

18    82 

11    40 

0    89 

6    51 

17    46 

16    19 

14    87 

19   4C 

10    85 

7    94 

94 

11    86 

9   28 

6    49 

17     6 

16   42 

14      4 

19    15 

9    53 

7      8 

18    98 

16    67 

16    10 

18    15 

10    51 

7    4fl 

90 

19   80 

10    24 

7    91 

18    87 

17     7 

15    91 

18    94 

11      9 

7    48 

20     7 

18    80 

16    87 

14    « 

11    51 

8    9fl 

16 

14     9 

11    82 

8    11 

90    40 

18     0 

17     5 

14    58 

19    14 

8    82 

29    90 

20    82 

18    9H 

16     4 

18    18 

0    94 

9 

18   98 

15    14 

10    68 

90    46 

94    48 

98   90 

19    85 

16     9 

11    83 

98    07 

96    45 

94     0 

21      8 

17    97 

19    90 

tively.    The  force  T  will  be  a  certain  part  of  R  depending  upon  the  coefBcient 
of  friction.     Assuming  the  latter  to  be  0.3,*  then  r=0.3  R, 

Resolving  each  force  into  vertical  and  horizontal  components  we  get 

e=B  cosine  N. 
f=R  sine  N. 
c=O.S  R  cosine  N. 
d=O.S  R  sine  N. 
The  forces  e  and  d  simply  compress  the  lump,  being  equal  and  opposite  to  the 

*  Kent,  p.  999,  gives  stone  on  iron  as  0.8  to  0.7. 
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horizontal  components  of  the  forces  exerted  by  the  other  roll.     The  force  / 
tends  to  move  the  lump  up,  wliile  c  tends  to  force  it  down. 

If  JV=r5°  and  i?=100  pounds,  then  /=fi  sine  JV=8.7  pounds,  and  c=0.3  R 

cosine  JV^=29.7  pounds,  and  the  lump  will  go  down.  '  The  action  of  the  other 

roll  is  to  double  these  forces  /  and  c,  so  that  the  total 

force  acting  upward  is  17.4  pounds  and  the  total  force 

downward  is  59.4  pounds. 

If  N=W  and  R=\00  pounds,  then  f=R  sine  .¥=25.8 
pounds,  and  c=0.3  R  cosine  iV=28.8  pounds,  and  the 
lump  will  still  go  down. 

If  iV^=16*'  30'  and  i?=100  pounds,  then  f=R  sine 
iV=28.4  pounds,  and  c=0.3  R  cosine  iV=28.5  pounds, 
and  the  lump  will  be  almost  in  equilibrium. 

If  iV=20^  and  72=100  pounds,  then  f=R  sine  N= 
34.20  pounds,  0=0.3  R  cosine  iV^=28.l9  pounds,  and  then  the  lump  will  fly  out. 

If  the  coefficient  of  friction  is  larger  than  0.3  then  the  angle  at  which  the 
lump  is  in  equilibrium  will  be  greater.  Thus,  for  a  coefficient  of  friction  of  0.7 
the  angle  becomes  35®.  Practically  the  coefficient  would  probably  never  even 
approach  0.7  in  any  case.  The  results  of  preceding  calculations  are  arranged  in 
tabular  form  in  Table  53. 

TABLE  53. — VALUE  OP  FORCES  ACTING  AT  DIFFEHENT  ANGLES. 


FIG.  59. 


N. 

R. 

/. 

a/. 

.    c. 

2  c. 

2C.-2/. 

Motion  of 
Lump. 

Degrees. 

Founds. 

Pounds. 

Pounds. 

Pounds. 

Pounds. 

Pounds. 

5 

100 

8.7 

ir.4 

20.7 

60.4 

42.0 

Down. 

15 

100 

25.8 

61.8 

28.8 

67.6 

6.0 

Down. 

1«^ 

100 

88.4 

66.8 

28.5 

67.0 

0.2 

Down. 

80 

100 

84.2 

68.40 

28.10 

66.88 

-12.01 

Up. 

The  diflEerent  minerals  vary  greatly  in  their  coefficient  of  friction,  as  follows : 
(1)  Minerals  that  are  tough  and  tenacious,  as  certain  combinations  of  pyrite 
and  siderite,  require  a  narrower  angle  of  nip  than  brittle  minerals  like  calcite, 
barite  and  quartz,  since  with  the  latter  there  is  a  crumbling  of  small  particles 
which  "sand  the  track."  (2)  Minerals  that  are  slippery,  as  frozen  ore,  graphite, 
anthracite  and  talc  have  a  small  coefficient  of  friction  and  therefore  require  a 
narrow  angle  of  nip,  while  gritty  rocks  like  sandstone  have  a  high  coefficient  and 
can  use  a  wide  angle  of  nip.  (3)  When  rolls  are  fed  wet,  adhering  sand  may 
increase  the  coefficient  of  friction  and  make  a  greater  angle  of  nip  possible  than 
when  the  ore  is  fed  dry  and  there  is  no  adhering  sand. 

EoUs  treat  flat  grains  from  a  given  sieve  more  favorably  than  they  do  the 
cube  or  sphere. 

§  93.  Kelation  of  Speed  to  Angle  op  Nip. — Theoretically,  increase  of  speed, 
provided  the  reduction  in  size  is  little  enough,  can  be  made  to  almost  cny  extent* 
but  practically,  high  speed  with  much  reduction  will  give  trouble,  owing  to  the 
refusal  of  the  rolls  to  nip  the  lumps.  The  latter  fly  back  until  a  dangerous 
amount  collects  and  then  the  rolls  choke. 

This  may  be  explained  as  follows:  A  lump  of  ore, falling  under  the  influence 
of  gravity  from  heights  of  6,  12,  18  and  24  inches  will  have  final  velocities  of 
340,  481,  589,  and  681  feet  per  minute  respectively.  Now  if  the  rolls  are  revolv- 
ing at  900  feet  per  minute  periphery  speed,  then  a  certain  part  of  the  friction 
must  be  used  to  accelerate  the  lump  of  ore  to  this  speed  before  it  will  be  nipped. 
This  amount  will  be  greater  or  less  according  as  the  periphery  speed  of  the  roll 
exceeds  the  velocity  of  the  particle  by  much  or  little.  This  use  of  a  part  of  the 
friction  for  the  purpose  of  accelerating  the  particle  does  not  in  itself  prevent  the 
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particle  from  being  finally  nipped  but  merely  delays  the  nipping.  It  is  this 
delay  during  the  time  necessary  for  accelerating  the  particle,  which  prevents 
the  nipping,  for  until  accelerated  to  the  speed  of  the  rolls,  the  particle  is  neces- 
sarily slipping  and  this  slipping  smooths  the  particle  to  a  certain  extent  which 
causes  the  coefficient  of  friction  to  be  reduced  and  thereby  prevents  the  particle 
from  going  through. 

To  further  illustrate  how  reducing  the  periphery  speed  raises  the  practical 
angle  of  nip  and  prevents  slipping,  the  author  cites  the  following  experiences  in 
three  different  mills: 

The  Chicago  &  Aurora  Smelting  and  Befining  Co.,  for  crushing  matte,  uses 
belted  rolls  24X14  inches.  The  feed  lumps  are  1\  to  IJ  inches  in  size  and  the 
matte  comes  in  two  forms,  weathered  and  un weathered;  the  latter  has  probably 
at  least  four  times  as  many  of  the  large  Itimps  in  it  as  has  the  former.  The 
spaces  used  are  i  to  f  inch  for  weathered,  ^  to  f  inch  for  unweathered.  This 
gives  extremes  for  angle  of  nip  from  17°  0'  to  19°  22'.  The  matte  will  not  be 
nipped  with  less  spaces,  showing  that  this  is  maximum  working  angle  of  nip. 
One  hundred  and  thirty  revolutions  per  minute  (817  feet  periphery  speed)  seems 
to  give  the  best  result.  They  were  formerly  run  at  300  revolutions  (1,885  feet 
periphery  speed),  but  they  did  jiot  bite  as  weJl  as  at  the  presejit  speed,  and  gave 
trouble  from  choking. 

In  Mill  20,  No.  1  rolls  crushing  pyrite  with  quartz  and  porphyry,  the  latter 
more  or  less  weathered,  when  running  at  102  revolutions  per  minute  (640  feet 
periphery  speed)  gave  excessive  wear.  When  reduced  to  92  revolutions  (578  feet 
periphery  speed),  they  gave  normal  wear.  The  excessive  wear  was  undoubtedly 
caused  by  the  slipping  of  the  ore  which  took  place  at  102  revolutions,  but  which 
did  not  occur  at  92  revolutions. 

In  Mill  22,  No.  1  rolls  when  running  at  35  revolutions  per  minute  (275  feet 
periphery  speed)  on  galena  and  limestone,  became  glazed;  when  reduced  to  28 
revolutions  (220  feet  periphery  speed)  this  difficulty  disappeared.  The  glazing 
was  very  likely  due  to  slipping  of  the  ore,  which  ceased  as  soon  as  the  speed  was 
reduced. 

§  94.  Ratio  of  the  Diameter  op  the  Hole  in  the  Trommel  to  the  Spacjc 
Between  the  Rolls. — Since  the  wider  the  space  the  more  favorable  is  the  angle 
of  nip,  and  the  greater  the  tendency  to  run  freely  and  avoid  the  making  of  fines, 
the  mill  man  will  naturally  wish  to  know  how  wide  a  space  he  can  use  between 
his  rolls  and  still  get  a  large  proportion  of  the  crushed  material  to  go  through 
his  screen.  This  ratio  in  Table  49  ranges  from  0.33  to  12.5.  Where  it  is  less 
than  1.00,  the  rolls  are  either  doing  choke  crushing  (see  §  97),  or  are  not  crushing 
finely  enough  to  put  the  ore  through  the  screen.  In  those  cases  where  it  is  larger 
than  1.5,  the  rolls  are  either  running  with  loose  springs  or  they  are  sending 
their  product  to  a  coarser  screen  than  the  size  for  which  they  are  crushing. 
In  so  great  a  range  of  values  it  is  impossible  to  get  an  average  that  is  worth 
anything.  The  author  is  inclined  to  the  opinion  that  1^  would  be  a  safe  value. 
For  example,  ^-inch  space  between  rolls  would  crush  finely  enough  for  most  of 
the  product  to  pass  through  a  f-inch  hole  in  the  trommel,  because  f  inch  is  IJ 
times  i  inch.  This  ratio  may  prove  satisfactory  for  free  crushing,  but  a  much 
less  ratio  will  serve  for  choke  crushing.     (See  No.  6  rolls  in  Mill  91,  §  105). 

§95.  Journal  Friction. — By  this  is  meant  the  resistance  to  revolving  due  to 
the  pressure  between  the  bearing  and  the  shaft.  There  are  several  causes  which 
contribute  to  increase  this. 

(1)  The  weight  of  the  roll,  shaft  and  gear  or  pulley. 

(2)  The  reaction  from  the  pull  of  tho  belt  or  gear. 

(3)  The  reaction  from  crushing  the  rock,  which  may  include  spring  pressure. 

(4)  Speed.     High  speed  increases  it,  low  diminishes  it. 
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(5)  Lubrication.    Neglect  of  lubrication  increases  it,  attention  diminishes  it 

The  resultant  of  the  forces  mentioned  will  cause  a  pressure  between  the  journal 
and  the  bearing,  and  the  loss  of  power  due  to  friction  will  increase  as  this  force 
increases. 

In  this  connection  there  are  three  considerations  of  importance  to  the  mill 
man.  (1)  The  lubrication  is  under  his  control  and  should  receive  his  careful 
attention.  (2)  The  spring  pressure  should  never  be  allowed  on  the  roll  journal 
in  coarse  crushing  rolls  under  free  crushing  conditions,  except  when  necessary 
to  do  the  crushing  at  the  moment  of  choke  feed  or  when  a  drill  point  or  other 
hard  object  is  passing  through  the  rolls;  this  he  can  control  by  judicious  use  of 
shims  between  the  boxes  or  of  compression  bolts.  In  fine  crushing  with  choke 
feed  it  is  necessary  to  have  the  full  pressure  of  the  springs  to  do  the  work  except, 
of  course,  when  no  feed  is  coming  to  the  rolls.  (3)  The  area  of  the  journal 
bearing  surface  is  fixeu  by  the  original  design  of  the  rolls.  A  large  journal 
surface  may  not  save  anything  on  the  loss  due  to  friction,  but  it  certainly  will 
save  on  wear,  and  the  life  of  the  babbitt  may  be  lengthened  greatly  by  using 
large  journals.  Table  40  gives  the  practice  in  this  respect.  The  table  is  not  as 
conclusive  as  is  desirable  on  one  point,  namely,  while  it  is  certain  that  all  the 
rolls  using  a  space  are  held  apart  by  shims  or  by  compression  bolts,  it  is  not 
certain  whether  the  rolls  that  are  said  to  be  set  up  close  do  or  do  not  prevent  the 
whole  pressure  of  the  springs  from  acting  on  the  journals.  Soils  which  have  the 
whole  pressure  of  the  springs  acting  on  the  journals  at  all  times  are  wasting 
power  and  wearing  out  babbitt  faster  than  is  necessary.  Table  37  gives  the 
diameters  and  lengths  of  journals  used  in  the  mills  visited,  and  in  a  few  instances 
the  estimated  spring  pressures. 

To  demonstrate  the  importance  of  duly  considering  the  size  of  the  journals, 

the  following  computation  has  been  made :  In  Mill  26,  the  roll,  shaft,  core  and 

shell  weigh  about  5,000  pounds,  and  we  may  assume  from  the  results  given  in 

§  254  that  the  average  normal  presKure  due  to  crushing  is  not  over  5,000  pounds. 

The  resultant  of  5,000  pounds  weight  and  5,000  pounds  crushing  pressure  on 

the  two  journals  is  7,071  pounds.     If  each  journal  is  8X10  inches  or  80  square 

inches  of  projected  area,  the  pressure  on  one  of  the  journals  will  then  be 

7  071 

577-75=44  pounds  per  square  inch.    But  when  a  sudden  rush  of  ore  or  a  drill 

point  comes  and  the  rolls  are  sprung  suddenly  apart  we  have  momentarily  acting 
upon  the  two  journals  a  resultant  amounting  to  50,249  pounds,  due  to  the  whole 
spring  pressure  of  say  50,000  pounds,  and  the  weight  of  5,000  pounds.    This 

50  249 
yields      '      =314  pounds  per  square  inch.    A  4X8-inch  journal,  the  size  used 

oUX  A 

on  some  of  the  rolls,  if  doing  the  same  work  as  above,  would  have  pressure  of 
110  pounds  and  785  pounds  per  square  inch  respectively.  Going  to  the  other 
extreme,  a  9X  16-inch  journal,  which  is  the  largest  given  in  the  table,  would,  if 
doing  the  same  work,  have  pressures  of  24  pounds  and  174  pounds  per  square 
inch  respectively.  When  we  consider  that  with  rolls  set  close  and  with  shims 
left  out,  the  larger  pressure  is  acting  all  the  time  upon  the  journals  we  see  the 
importance  of  always  using  shims  or  compression  bolts. 

Kent*  says  that  it  is  almost  impossible  to  have  over  200  pounds  constant  pres- 
sure per  square  inch  as  the  box  heats  and  the  oil  squeezes  out.  This  shows  the 
importance  of  using  large  sized  journals.  Vezin  designs  his  rolls,  used  in  Mill 
94,  for  it  maximum  pressure  when  the  whole  spring  force  is  on,  as  when  a  ham- 
mer head  is  passing  through,  of  264  to  533  pounds  per  square  inch  of  projected 
area.    He  does  not  expect  a  pair  of  27  X  14-inch  rolls  to  have  more  than  300  or 

•  Kent,  "  Mech.  Bng.  FMsketbook,**  p.  M  '- 
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350  pounds  even  when  doing  choke  crushing  on  very  hard  rock.  This  amounts 
to  a  pressure  of  60  tons  between  the  rolls.  Argall  uses  only  20  tons  pressure  on 
rolls  of  the  same  size.  There  is  a  decided  tendency  toward  the  use  of  larger 
joumals- 

The  Gates  Iron  Works  has  succeeded  by  lengthening  the  journals  of  rolls,  in 
prolonging  the  life  of  the  babbitt  from  30  days  to  9  months.  Their  tubular  self- 
lining  boxes  make  this  possible.  The  ordinary  rigid  boxes,  however,  if  length- 
ened would  be  liable  to  heat  more  and  have  their  babbitt  cut  faster  owing  to  the 
flexure  of  the  shaft,  unless  the  diameter  of  the  shaft  is  increased  at  the  same  time. 

It  is  hardly  necessary  to  add  further  that  it  is  important  to  have  the  journals 
well  protected  from  dust  and  to  keep  them  well  oiled. 

§  96.  Power. — Power  used  by  rolls  may  be  divided  into  two  parts,  that  used 
in  crushing,  and  that  used  up  in  friction.  The  former  depends  upon  the  hard- 
ness of  the  rock,  the  amount  of  ore  fed,  the  specific  gravity,  and  the  amount  of 
reduction.  The  latter  includes  journal  friction  and  friction  of  the  gears  when 
used.  An  approximate  idea  of  the  power  required  is  given  in  Table  54.  For  the 
capacities  of  these  rolls  see  Table  34. 


TABLE 

54. — POWER  FOR  ROLLS. 

Min  No. 

Roll  No. 

Horse 
Power.  («) 

Mill  No. 

BoUNo. 

Hone 

16 
17 
91 
91 
99 
99 
99 
95 
96 
90 
98 

4 

4 
10 
10 
90 
90 
8 
5 
9 
9 
9 
6 
10 

80 
80 
80 
81 
81 
81 
88 
88 
89 
88 
85 
85 
48 

9 

8 
4 

J 

8 

t 
9 
8 

4 
1 
9 

1 

• 
10 

7 

4 
4 
10 
15 
10 

(«) 


are  all  eatimated,  except  thoae  of  Mill  96,  which  were  measured  by  indicatiog  the  engine. 


The  manufacturers  use  certain  estimated  values  for  the  power  required  by  rolls 
when  planning  the  engines  for  mills.  For  example,  the  Colorado  Iron  Works 
allow  12  horse  power  for  their  27X14-ineh  rolls  and  8  horse  power  for  their 
20X12-ineh  rolls  when  crushing  medium  hard  ore.  Fraser  &  Chalmers  make 
allowance  for  rolls  as  given  in  Table  55.  They  are  probably  correct  for  a 
moderate  spring  pressure  only. 

TABLE  55. — POWER  FOR  FRASER  k  CHALMERS  R0LL8. 


Sixe  of  Bolls. 
Inchee. 

Allowed. 

Size  of  Bolls. 
Inches. 

Hone  Power 
Allowed. 

9z9 
19x19 
18x10 
18x10 
90x10 
99x10 

98x10 
94x14 
96x15 
80x19 
86x14 
86x16 

In  regard  to  the  belts  and  pulleys,  however,  rolls  are  furnished  with  sizes  which, 
according  to  Nagle's  formula,*  can  safely  transmit  two  to  four  times  the  power 


•  Kent,  "Hech.  Eng.  Pocketbook/'  p.  878. 
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named.  This  excessive  width  of  belt  and  pulley  are  to  provide  for  the  increase 
of  power  demanded  by  a  moment  of  choke  feed,  a  drill  point  or  other  hard 
object.  With  two  pairs  of  rolls,  one  of  which  is  doing  coarse  crushing  and  the 
other  fine,  the  former  running  at  one-half  the  speed  of  the  latter,  the  leverage 
of  the  belt  over  the  resistance  to  crushing  must  be  twice  as  great  in  the  foriiii-r 
as  in  the  latter,  the  power  used  being  the  same  for  both.  This  may  be  obtained 
by  doubling  the  width  of  the  belt,  by  doubling  the  diameter  of  the  pulley  or  by 
putting  in  gears. 

For  elaborate  results  of  tests  for  power  used  by  rolls  see  Von  Reytt's  work  in 
Table  177  and  §  251. 

§  97.  Quality  of  Ckusiiing  by  Rolls. — This  depends  to  a  considerable  ex- 
tent upon  the  way  that  rolls  are  run.  Rolls,  when  run  slowly  upon  a  given 
quantity  of  ore,  may  be  so  crowded  that  the  fine  particles  cannot  tumble  away 
from  the  coarse  as  soon  as  sufficiently  broken.  In  consequence,  such  fine  particles 
may  be  subjected  to  still  further  crushing  due  to  the  action  of  the  particles  one 
upon  another.  This  condition  will  be  called  "choke"  crushing.  If  now  the 
speed  of  the  rolls  be  gradually  increased,  the  percentage  of  fines  will  gradually 
decrease  until  a  speed  is  reached  at  which  the  particles  are  treated  individual h% 
and  there  is  plenty  of  room  for  the  crushed  fine  ore  to  drop  away  from  the  coarser 
part  under  the  acceleration  of  gravity  and  so  escape  further  fine  crushing.  This 
condition  will  be  called  "free"  crushing,  and  it  is  the  condition  under  which  the 
maximum  coarse  and  minimum  fine  material  will  be  made.  Further  increase  of 
speed  beyond  this  point  gains  nothing.  In  fact,  it  may  cause  the  percentage  of 
fines  to  rise  again,  since  a  given  lump  is  crushed  in  a  shorter  period  of  time  and 
hence  shattered  more. 

The  speed  at  which  "free"  crushing  begins  depends  mainly  upon  two  things: 
(1)  The  rate  at  which  the  ore  is  fed  to  the  rolls ;  for  example,  the  faster  it  is  fed 
the  higher  the  speed  at  which  "free"  crushing  begins.  (2)  The  amount  of  re- 
duction in  diameter  of  the  grains  by  one  passage  through  the  rolls ;  for  example, 
to  do  "free"  crushing,  rolls  will  have  to  run  faster  when  crushing  1^  inch  lumps 
to  i  inch  than  when  crushing  the  same  to  f  inch  with  like  rate  of  feed. 

Rolls  acting  under  "free"  crushing  conditions  stand  pre-eminently  at  the  head 
of  the  list  among  crushers  for  producing  a  large  proportion  of  coarser  sizes  with 
a  small  proportion  of  fines.  "Free"  crushing,  when  practicable,  is  the  more 
advantageous  of  the  two  methods.  It  cannot  be  used,  however,  for  crushing  very 
fine,  on  account  of  the  impracticability  of  maintaining  space  small  and  the  sur- 
faces true.  For  fine  work  the  feed  must,  therefore,  be  increased  so  as  to  produce 
''choke"  crushing,  and  even  this  will  not  give  a  high  efficiency.  For  example, 
the  author  cites  the  finest  pair  of  rolls  in  a  cyanide  plant  crushing  to  40  mesh. 
These  rolls  are  set  up  so  that  they  do  not  quite  touch  and  when  crushing  they 
stand  from  4  to  §  inch  apart  under  the  full  pressure  of  the  springs.  The  amount 
that  is  returned  to  them,  that  is,  the  oversize  of  a  40-mesh  trommel,  amounts  to 
at  least  66%  and  probably  75%  of  what  comes  to  the  trommel. 

Crushing  with  rolls  set  close  and  springs  at  moderate  tension  is  a  method  often 
adopted  for  crushing  a  little  coarser  than  the  space  between  the  rolls  would  indi- 
cate. The  product,  however,  will  be  uncertain,  for  if  the  rolls  are  fed  faster  it 
will  be  coarser.  Moreover,  constant  working  of  springs  shortens  their  life  and 
increases  wear  of  boxes  in  guides.  Crushing  with  moderate  reduction  tends 
toward  maximum  coarse  grains,  minimum  fines,  and  this  seems  to  be  the  line 
which  deserves  most  attention.  Crushing  with  great  reduction  tends  to  pulver- 
ize and  to  increase  the  proportion  of  fines.  This  question  of  fines  will  appear 
again  under  "Gapaeity;"  §  98,  and  "Graded  Crushing,"  §  99. 

A  few  examples  of  sizing  tests  of  the  product  of  rolls  are  here  given.     They 
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axe  not  of  great  value.  The  conditions  under  which  they  were  obtained  are  not 
known,  and  these  conditions  are  all  important  for  the  interpretation  of  the  result 
For  we  may  have  rolls  crushing  with : 

(1)  Small  reduction  or  large  reduction  of  size. 

(2)  Loose  springs  or  tight  springs. 

(3)  Shims  or  no  shims. 

(4)  Space  or  no  space. 

(5)  Favorable  or  unfavorable  angle  of  nip. 

Gradations  on  all  the  above  five  lines  affect  the  percentages  of  coarse  and  fine 
grains. 

At  Mill  25,  dolomite  with  disseminated  galena  after  passing  through  a  Blake 
breaker  set  at  1^  inches  is  crushed  by  No.  1  rolls  which  are  30  inches  diameter, 
14  inches  face,  set  close,  making  8^  revolutions  per  minute  and  therefore  doing 
choke  crushing.  The  product  yields:  Through  15.88  on  9.53  mm.,  7%  ;  through 
9.53  on  6  mm.,  12.6%  ;  through  6  on  4  mm.,  15.1%  ;  through  4  on  3  mm.,  14.6%  ; 
through  3  mm.,  50.7% ;  total,  100.0%. 

No.  4  rolls  of  Mill  30  are  24  inches  diameter,  14  inches  face,  make  48  revolu- 
tions per  minute,  are  set  close  and  treat  30  tons  per  24  hours  of  ore  containing 
quartzite,  siderite,  galena,  etc.,  (fine  jig  middlings).  The  feed  has  all  been 
through  8  mm.  and  the  product  goes  to  a  5-mm.  trommel,  the  oversize  being  re- 
turned.    Sizing  tests  of  the  feed  and  product  yielded : 


Throogl 

M 
M 
W 
»4 

M 
M 
M 
U 

■ 

Feed. 

Product. 

i  8  mm.  on  7 mm 

Per  C«*nt. 
0.530 
29.794 
44.478 
8.484 
9.979 
8.088 
8.881 
0.280 

lo.l27  • 

Per  Cent. 
0.588 
18.8.% 
84.7^ 

6.808 
14.811 
16.841 
6.778 
6.878 
8.518 
6.971 

7  mm.  on  6iT»m  .r.. ..*............ 

R  mm    nn    51  mm           •   ^ 

8  mm.  on   Smesh 

8  m€4lh  on  10  P1<^^i  ..iT..Ti'TT....tr^'. 

10  mesh  on  IG  mesh 

16  mesh  on  90  mpsh .......  t 

BO  meafa  on  84  mesh 

S4  mesh  on  80 mesh 

80  mesh  on  40  mesh 

40 mesh ..*...tt.«t.T  T.t..t.t........ 

100.000 

100.000 

A  sizing  test  was  made  on  Newfoundland  chromite  in  a  serpentine  ganguc 
that  had  been  crushed  through  a  20-mesh  screen  by  successive  passes  through 
rolls  at  the  Massachusetts  Institute  of  Technology.  The  rolls  were  9X9  inches, 
run  at  60  revolutions  per  minute,  set  close,  crushing  material  from  a  breaker 
all  below  J  inch  in  diameter.  The  product  yielded:  On  20  mesh,*  0.41%; 
through  20  on  30  mesh,  20.55% ;  through  30  on  40  mesh,  14.84% ;  through  40 
on  50  mesh,  12.39% ;  through  50  on  60  mesh,  9.87% ;  through  €0  on  80  mesh, 
9.05% ;  through  80  on  100  mesh,  10.03% ;  through  100  on  120  mesh,  3.59% ; 
through  120  on  140  mesh,  4.08% ;  through  140  mesh,  15.25% ;  total,  100.06%. 

Coxheath  ore  containing  chalcopyrite  in  a  siliceous  gangue  and  assaying  4.44% 
copper  was  sized  by  Mr.  R.  G.  Hall,  at  the  Massachusetts  Institute  of  Technology. 
The  ore  was  passed  through  a  Blake  breaker,  set  at  1  inch,  tben  through  a  Gates 
breaker,  set  at  -J  inch,  and  finally  through  a  pair  of  9 X 9-inch  rolls,  set  close. 
All  below  3  mesh  was  sifted  out  after  each  operation  and  only  the  oversize  was 
crushed  further.    The  final  product  yielded: 

*  For  actual  aissee  of  holes  in  theee  pcreens.  see  Table  2S6. 
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Weight. 

Aenjsin 
Oopper. 

Throufl^h  8  meeh  on  4  mesh  (a) 

Per  Oent. 
41.47 
10.00 
81.80 
7.00 
8.97 
1.87 
15.18 

Per  Oent. 
8.48 
4.86 
4.48 
4.54 
4.61 
4.70 
7.16 

**         4  mesh  on  5  mesh 

**         6  mesh  on   8  mesh ................. 

**         8  mesh  on  10  m»iih ,..,,... 

•*        10  mesh  on  14  mesh 

••        14  meeh  on  18  mesh 

*        Umesh 

100.00 

(a)  For  actual  size  of  holes  in  these  screens,  see  Table  806. 

With  the  same  ore,  middlings  and  tailings  of  jigs  between  3  and  8  mesh  and 
assaying  2.8%  copper  were  crushed  by  successive  passes  to  go  through  an  S-mesh 
sieve.     The  product  yielded : 


Weight. 

Ooppw. 

Through  8  on  10  mesh  (o) 

Per  Oent. 
87.8 
83.8 
18.0 
86.1 

PerOsot. 

\X 

8.6 
8.4 

**    "  10  on  14  me  h 

"        14  on  18  mesh 

••       ISmeah 

100.1 

(a)  For  actual  sizee  of  holes  in  these  screens,  see  Table  858. 

Sahlin*'  reports  that  Port  Henry  magnetite  ore  crushed  by  breakers  and  rolls 
to  pass  through  a  10-mesh  (0.075  inch)  screen  yielded:  Through  10  on  16 
mesh,  31% ;  through  16  on  24  mesh,  21% ;  through  24  on  40  mesh,  7.9%  ; 
through  40  on  60  mesh,  17.5% ;  through  60  mesh,  20.9% ;  loss,  1.7% ;  total, 
100.0%. 

Krom*®  says  that  when  crushing  Port  Henry  magnetite  ore  through  10  mesh 
only  3i%  of  the  product  would  pass  through  100  mesh,  and  when  crushing 
through  16  mesh  only  Q\%  would  pass  100  mesh. 

At  the  Geddes  &  Bertrand  mill,  Nevada,  Krom  rolls  crushing  silver  ore  yielded : 
On  0.8  mm.,  22% ;  through  0.8  on  0.7  mm.,  6% ;  through  0,7  on  0.6  mm.,  6% ; 
through  0.6  on  0.5  mm.,  5% ;  through  0.5  on  0.4  mm.,  8% ;  through  0.4  on  0.3 
mm.,  7%;  through  0.3  on  0.2  mm.,  9%;  through  0.2  on  0.1  mm.,  11%; 
through  0.1  mm.,  27%  ;  total,  100%.  In  previous  tests  there  has  been  no  special 
ratio  for  the  sizes  of  sieves  used.  In  this  it  will  be  noticed  that  the  sieve  scale 
has  an  arithmetical  ratio. 

Mr.  C.  W.  Goodale'^  gives  the  following  sizing  tests  on  Butte  ore  which  had 
passed  through  a  Blake  breaker,  rolls  and  limiting  screen.  The  sieve  scale  in 
this  test  has  a  geometrical  ratio  of  1.4. 


Weight. 

SilTer 
Assay. 

Through4     on  2.8  mm 

Per  Oent. 

0.08 
84.70 
16.81 
11.70 

7.48 
11.44 

0.50 

100.00 

Ounces 
Perlkw. 

18.7 

14.8    . 

18.0 

14.1 

15.8 

17.6 

83.6 

"        8T8onS      mm. ..  1 ..  T.  r.  T.... ....... . 

•*       8     onl.4  mm 

**       1.4  on  1      mm 

**        1     on  0.6  mm 

'•       0,6  on  0,16  mm.... .......... ...-...,. . 

"       0.16mmt..........w............ 

For  further  elaborate  sizing  tests  of  the  product  of  rolls  under  different  condi- 
tions, see  Table  178. 

§  98.  Capacity  oe  Quantity  Crushed  by  Rolls. — ^The  capacity  or  the  quan- 
tity crushed  by  rolls  is  the  number  of  tons  that  can  be  crushed  from  a  given  size 
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to  pass  through  a  ccrrtain  size  of  hole  in  a  given  time.  In  free  crushing^  pro- 
vided the  spring  is  sufficiently  stiff  to  hold  the  rolls  to  their  work,  provided  also 
that  the  angle  of  nip  is  favorable,  the  capacity  is  dependent  upon  the  speed,  the 
width  of  face  and  the  space  or  distance  the  rolls  are  set  apart ;  also  perhaps  to  a 
slight  extent  in  slow  moving  rolls  upon  whether  or  not  water  is  fed  to  aid  the 
discharge  of  the  crushed  material ;  where  the  capacity  is  given  in  tons  the  specific 
gravity  of  the  ore  will  also  affect  it.  In  choke  crushing  the  capacity  depends 
upon  the  measures  given  above  and  upon  the  pressure.  The  greater  the  pressure, 
the  greater  will  be  the  reduction  in  size;  for  example,  in  Mill  91  the  pressure 
upon  the  No.  6  rolls  is  governed  by  periodical  sizing  tests  of  the  crushed  ore. 
If  the  rolls  are  making  too  much  oversize  more  pressure  is  put  on.  The  capaci- 
ties of  rolls  in  the  mills  are  given  in  Table  34. 

To  illustrate  the  capacity  of  rolls,  let  the  reader  imagine  that  the  rolls  are 
rolling  out  dough  in  the  form  of  a  long  ribbon.  It  is  clear  that  if  the  rolls  are 
speeded  to  twice  the  rate,  the  ribbon  delivered  per  minute  will  be  twice  as  long; 
again  if  the  faces  of  the  rolls  are  twice  as  wide,  the  ribbon  will  also  be  twice  as 
wide;  and,  finally,  if  the  rolls  are  set'  twice  as  far  apart,  the  ribbon  will  be 
tvRce  as  thick.  Either  of  the  changes  will  have  increased  the  quantity  of  dough 
put  through  to  twice  the  amount.  In  dealing  with  ore,  however,  we  have  a  non- 
plastic  material,  the  volume  of  mixed  coarse  and  fine  broken  ore  being  about  one 
and  three-fourth  times  the  volume  of  the  same  weight  of  sotid  ore.  In  other 
words,  a  given  volume  of  broken  ore  weighs  only  about  67%  of  what  it  would 
if  it  were  solid.  From  this  it  follows  that  the  maximum  which  can  be  obtained 
in  practice  is  only  about  57%  of  the  theoretical  solid  ribbon  which  would  be 
obtained  if  the  ore  were  plastic.  The  compression  of  the  ore  by  the  rolls  would 
tend  to  raise  this  figure  somewhat,  but  on  the  other  hand  the  impossibility  of 
obtaining  an  exactly  uniform  rate  of  feed  which  would  correspond  to  the  maxi- 
mum ribbon  would  tend  to  lower  it.  It  will  be  of  interest  to  note  how  near  the 
authorities  and  mill  men  approach  this  figure. 

Stutz"  quotes  Pemolet  as  saying  this  factor  should  be  20  to  26%  of  the  full 
ribbon.  Stutz  himself  says  that  his  experience  has  been  that  33%  is  the  proper 
factor.  Table  66  shows  the  practice  as  calculated  by  the  author  from  the  mills 
visited. 
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iflk)  Tbtmd  two  figures  are  for  hard  and  soft  ore  respectively.    (6)  This  roil  is  probably  run  with  a  loose  spring. 
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In  preparing  this  table  the  rule  used  for  space  rolls  is: 

<X  100X2,000 
1,440X0.036089X3.5  ,       .     ,    .,.1.       .      * 

theoretical,  where 

^=tons  treated  in  24  hours. 
100= factor  to  change  to  per  cent. 
2,000=:number  of  pounds  in  a  ton. 
1,440=: number  of  minutes  in  a  day. 
0.036089=weight  in  pounds  of  a  cubic  inch  of  water. 
3.5^as8umed  specific  gravity  of  ore. 
/= length  of  rolls  in  inches. 
T=ratio  of  diameter  to  circumference=3.1416. 
d=:diameter  of  rolls  in  inches. 
r=  revolutions  per  minute. 
s=:the  space  the  rolls  were  set  ^part  in  inches. 
/X.TX£;xrXs=cubic  inches  in  calculated  ribbon. 

— rrx — X  7.«^^^  —  .^^=cubic  inches  in  actual  ore  ribbon. 
1,440X0.036089X3.5 

In  making  the  computation  for  rolls  set  close,  the  diameter  of  the  holes  of  the 
limiting  trommel  was  substituted  for  the  space  s,  for  since  the  theoretical  value 
of  s  was  zero,  no  ore  could  go  through  the  rolls  until  they  were  sprung  apart. 
The  diameter  of  the  hole  in  the  trommel  seems  a  natural  figure  to  use.  The 
great  variation  shown  in  the  table  is  due  to  the  fact  that  practice  has  not  been 
guided  by  a  uniform  rule  in  this  matter.  An  inconsistency  occurs  in  Mill  32,  roll 
No.  1,  which,  if  the  quantity  quoted  by  the  author  is  not  set  too  high,  could  only 
exist  with  loose  springs  and  the  rolls  sprung  apart  most  of  the  time.  It  is  prob- 
able also  that  other  rolls  are  run  with  loose  springs,  in  which  case  the  percent- 
ages quoted  for  them  would  be  high.  The  spaces  given  are  supposed  in  every 
case  to  be  the  beginning  set,  which  wears  to  a  little  larger  before  the  rolls  are  aet 
up  again.  This  also  would  make  the  percentage  in  the  table  high.  The  tons 
per  24  hours  used  in  the  table  are  everywhere  the  estimated  work  actually  done, 
not  the  amount  that  in  the  opinion  of  the  mill  owners  could  be  done.  The  rolls 
are  thought  by  their  owners,  in  nearly  all  cases,  to  be  worked  somewhat  below 
their  capacity.     This  would  tend  to  make  the  percentage  in  the  table  low. 

For  24X  14-inch  rolls  revolving  75  times  per  minute,  crushing  1^-inch  lumps, 
set  at  i  inch,  Fraser  &  Chalmers  estimate  the  capacity  to  be  240  tons  in  24  hours. 
This  gives  an  actual  ribbon  which  is  6.7%  of  the  theoretical. 

In  regard  to  the  capacity  of  rolls,  the  feeding  is  all  important,  an  even  feeder 
apportioning  the  ore  evenly  to  the  roll  surfaces,  an  uneven  feeder  overcrowding 
the  rolls  at  one  moment  and  allowing  them  to  be  idle  the  next. 

In  order  that  fine  rolls  may  have  even  a  moderate  capacity  when  under  free 
crushing  conditions  high  speed  is  necessary.  This  is  clear  from  the  ribbon  theory 
which  shows  that  capacity  is  proportional  to  the  space  at  which  rolls  are  set.  In 
practice,  however,  fine  rolls  are  apt  to  be  run  on  the  choke  crushing  basis  with 
the  space  widened  by  the  thickened  ribbon  of  ore,  and  in  this  way  the  demand 
for  high  speed  is  somewhat  lessened. 

When  the  reduction  is  not  too  ^reat  and  the  angle  of  nip  is  advantageous,  a 
soft  granular  mineral  should  have  no  advantage  in  capacity  over  a  hard  brittle 
one.  But,  on  the  other  hand,  when  the  reduction  is  great  and  the  angle  of  nip 
disadvantageous,  the  hard,  brittle  mineral  will  jump  into  the  air  after  the  first 
contact  and  waste  time,  while  the  soft  granular  mineral  will  go  through  in  spite 
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of  the  fact  that  the  rolls  seem  to  be  working  at  a  disadvantage.  The  granular 
mineral  usually  breaks  easier  since  its  fracture  is  generally  the  fracture  of  that 
material  only  which  cements  the  grains,  while  the  fracture  of  a  compact,  flinty 
or  vitreous  specimen  is  the  fracture  of  the  whole  mass. 

At  the  dry  crushing  plant  of  the  Metallic  Extraction  Co.,  at  Florence,  Colo.,*' 
there  is  a  Blake  breaker,  a  Blake  multiple  jaw  breaker,  and  three  pairs  of  26 X 
15-ineh  rolls  in  series,  each  making  100  revolutions  per  minute.  The  first  pair 
of  rolls  is  fed  with  4  to  6-mesh  stuff  containing  also  some  material  coarser  than 
4  mesh,  the  second  with  6  to  15-mesh  stuff  and  the  third  with  15  to  40-mesh 
stuff.  There  are  screens  after  each  pair  of  rolls.  The  ore,  which  is  hard 
andesitic  breccia  and  phonolite,  is  crushed  to  40  mesh  at  the  average  rate  of  125 
tons  per  24  hours.     At  times  they  crushed  160  tdns  per  24  hours. 

At  Mill  94,  for  the  arrangement  of  which  see  Chapter  XX.,  the  ore  is  reduced 
from  1  inch,  through  20  mesh  at  the  rate  of  75  tons  in  24  hours.  The  plant  is 
run  much  below  its  full  capacity,  however,  and  it  is  estimated  that  it  can  crush 
180  tons  in  24  hours. 

§  99.  Graded  Crushing. — In  crushing  rock  by  rolls  we  may  either  reduce  it 
by  one  passage  through  rolls  set  close,  making  the  whole  reduction  at  this  one 
time,  or  the  rock  may  be  put  through  two  or  more  pairs  of  rolls  in  series  with 
spaces  graded  to  suit  the  work,  the  space  in  the  second  finer  than  that  in  the 
first,  the  third  finer  than  the  second,  and  so  on,  the  fines  being  sifted  out  between 
each  crushing.  The  former  method  is  called  single-stage  crushing,  the  latter  is 
called  graded  crushing  or  crushing  by  stages.  The  effect  upon  the  rock  crushed 
is  that  the  greater  the  number  of  stages  the  less  fines  to  be  lost  in  the  concentra- 
tion and  greater  saving  of  values,  also  capacity  and  economy  of  power. 

Table  52  shows  how  graded  crushing  may  be  planned.  For  example,  20-inch 
rolls  reducing  one-half  will  crush  l^-inch  stuff  down  to  f  inch  with  f-inch  space 
and  angle  of  nip  of  15°  10',  and  16-inch  rolls  following  will  crush  J-inch  stuff 
down  to  I  inch  with  J-inch  space  and  12°  9'  angle  of  nip;  while  30-inch  rolls 
would  be  required  t  bring  1^  inch  down  to  f  inch  at  one  passage  with  |-inch 
space  and  15°  21'  angle  of  nip.  Of  these  two  arrangements  the  former  will 
keep  the  roll  shells  in  better  condition  continuously,  will  have  less  wear  and  tear, 
and  the  two  machines,  each  making  a  reduction  of  one-half,  will  make  much  less 
fines  than  one  machine  crushing  to  one-fourth  the  diameter.  The  first  cost  will 
not  be  materially  lessened  by  using  the  two  small  machines  to  replace  the  one 
large  one,  but  the  power  will  be  less  for  equal  capacity. 

From  Table  49  it  appears  that  in  rolls  of  Class  I.  the  maximum  lump  of  the 
food  ranges  from  63.5  to  17  mm.  and  the  maximum  lump  of  the  product  from 
30  to  2.11  mm. 

Class  II.,  feed,  38.1  to  2.59  mm. ;  product,  16  to  1.47  mm. 

Class  III.,  feed,  63.5  to  12.7  mm.;  product,  25  to  2.11  mm. 

Class  IV.,  feed,  38.1  to  2.11  mm.;  product,  38.1  to  1.52  mm. 

By  inspecting  rolls  of  Classes  I.  and  II.,  it  is  clear  that  the  feed  is  largely  of 
the  coarsest  size  and  tapers  downward,  while  that  for  rolls  of  Class  III.  is  largely 
of  the  intermediate  sizes,  with  a  few  scattering  lumps  of  the  larger  size  which 
have  paSv«ed  by  the  ends  of  the  rolls.  To  set  the  rolls  with  an  angle  of  nip  that 
is  suitable  for  this  product,  one  must  either  suit  the  few  large  lumps  and  slight 
the  greater  quantity  of  smaller  sizes,  which  will  be  a  waste  of  cioishing  capacity, 
or  set  the  rolls  to  suit  the  smaller  sizes,  in  which  case  they  will  be  unsuited  to 
the  larger  ones.  This  latter  plan  can  be  done  whore  large  rolls  are  used.  But 
if  the  advantage  of  graded  crushing  is  sought  with  the  lower  cost  of  small  rolls, 
it  seems  to  the  author  that  the  sizing  apparatus  should  be  so  arranged  as  to  return 
the  few  larger  lumps  to  the  rolls  of  Classes  I.  and  II.,  and  allow  the  rolls  of 
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Class  III.  to  have  an  even  product  to  crush ;  in  other  words,  make  etch  roll  clean 
up  its  own  oversize. 

The  great  irregularities  in  these  tables  show  clearly  that  while  an  appreciation 
of  the  advantage  to  be  derived  from  graded  crushing  is  on  the  increase  in  this 
country,  the  mills  have  not  yet  fully  adapted  themselves  to  it.  For  example,  note 
the  rolls  of  Class  I.,  the  feed  of  which  in  some  cases  contains  lumps  ranging  all 
the  way  from  63.5  mm.  down  to  0  mm.  They  do  not  make  the  rolls  of  Class  I. 
and  in  some  cases  the  rolls  of  Class  II.  clean  up  the  oversize  of  their  trommelsy 
and  they  feed  much  coarse  and  fine  stuff  mixed  together  to  the  rolls  of  Class  IV. 
or  the  middlings  rolls. 

§  100.  Cost  op  Repairs  on  Rolls  for  Other  than  Wearing  Parts. — ^The 
figures  obtained  from  the  mills 'are  shown  in  Table  57. 

TABLE  57. — REPAIRS  FOR  ROLLS. 


imiNo. 

RoUNa 

Ooflt  per  Tear. 

OoftperTon. 
Gents. 

SI 
SI 

s 

1 
8 

i 

195 
50 

0.400 

0.S79 
0.506 

§  101.  Cost  of  Crushing  by  Rolls. — It  seems  to  the  author  that  100  tons 
per  24  hours  is  a  good  average  of  the  work  done  by  rolls.  This  would  require 
about  10  horse  power.     The  various  items  of  cost  for  these  rolls  are  as  follows : 

Power,  1.30  cents  per  ton* ;  attendance,  1.50  cents  per  tonf  ;  wear  of  roll  shells, 
0.02  to  4.00  cents  per  ton  J ;  repairs,  oil,  babbitt,  etc.,  0.37  to  0.60  cents  per  ton§  ; 
total,  3.19  to  7.40  cents  per  ton. 

These  figures  do  not  include  the  cost  of  truing  roll  shells,  as  the  author  has 
no  data  on  this.  Moreover  this  item  is  believed  to  be  unnecessary  where  proper 
material  is  used  for  shells  and  the  rolls  are  properly  run.  Thcbe  figures  are  very 
general  and  are  given  more  to  indicate  the  separate  items  to  be  considered  than 
to  give  accurate  figures  on  cost.  Thus  in  Mill  94  it  takes  no  more  men  to  look 
after  eight  pairs  of  rolls  than  after  four  pairs.  Again,  the  specific  gravity  and 
hardness  of  the  ore  treated  will  make  a  great  difference  in  the  power  and  capacity, 
as  shown  in  §  255,  and  consequently  in  the  cost. 

C.  W.  Qoodale'®  gives  the  cost  of  crushing  tailings  at  the  Colorado  Concentrator 
as  4.6  cents  per  ton,  which  includes  the  expenses  for  screens  and  elevators  as  well 
as  rolls,  but  does  not  include  power. 

R.  Hunt*  gives  the  cost  of  crushing  by  Cornish  rolls  in  Cornwall.  The  rolls 
are  21  inches  diameter  and  19  inches  face,  make  8  revolutions  per  minute,  and 
crush  40  to  60  mm.  stuff  down  to  0  to  6  mm.  at  the  rate  of  60  tons  per  24  hours. 
The  two  shells  weigh  2,700  pounds  when  new,  1,600  pounds  when  discarded 
and  last  2,000  tons.  The  items  per  ton  were  as  follows:  Roll  shells,  1\  pence; 
labor,  2 J  pence;  steam  power  (5  horse  power),  6  pence;  wear  and  oil,  1  penny; 
total  cost  per  ton  crushed,  9^  pence=:19  cents. 

Speclil  Forms  of  Rolls. 

Special  forms  of  rolls  have  been  designed  for  both  coarse  and  fine  crushing. 
§102.  Rolls  with  Sluggers  and  Knobs. — The  No.  1  rolls  of  Mill  91,  shown  in 
Figs.  60,  61,  62a  and  626,  are  6  feet  in  diameter  with  6  feet  face,  with  fiat  topped 

*  AsBomlnfc  the  cost  of  a  horse  power  to  be  $40  per  year  of  806  days,  of  94  hoiirB  each.  (Kent*8  **  Mech. 
Eng.  Pocketbook,**  p.  790.) 

t  Assuming  that  latx>r  costs  $8  per  maa  per  shift  of  12  hours,  and  that  one-qoarter  man  Is  required  per 
ditft       t  Taken  from  Table  85  of  roll  shells.       |  Taken  from  Table  57  of  repairs. 
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Section. 
FIG.    60. — METHOD  OF  DRIVING  EDISON's   GIANT  ROLLS. 
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conical  knobs  a,  2  inches  high  and  2  inches  in  diameter  at  the  top,  cast  upon  the 
surface  in  longitudinal  rows,  eight  knobs  in  a  row.  One  roll  nas  also  placed 
diametrically  opposite  each  other,  two  longitudinal  rows  of  sluggers  h  six  in  each 
row.  These  are  striking  pieces  4  inches  high  and  they  are  f  rustrunis  of  flattened 
pyramids,  the  upper  bases  of  which  are  6X2  inches,  and  the  lower  are  about 
23X6  inches.  They  are  curved  to  conform  to  the  circle  of  the  roll.  These  slug- 
gers and  knobs  are  cast  upon  segments  c  which  are  bolted  to  the  permanent  cores. 
The  segments  are  3 
inches  thick;  those  for 
the  sluggers  are  23 
Inches  wide  by  36 
inches  long.  Two  of 
these  fill  the  length  of 
the  roll.  The  knob  seg- 
ments are  11  inches 
wide  and  of  two  lengths, 
27  and  46  inches  re- 
spectively, which  alter- 
nate, and  so  break  joint 
around  the  circle.  The 
slugger  roll  has  16  knob 
segments  and  two  slug- 
ger segments.  The  oth- 
er roll  has  20  knob 
segments;  all  of  the 
segments  are  of  chilled 
cast  iron.  It  is  esti- 
mated that  the  slugger 
plates  will  wear  for 
400,000  tons. 

The  rolls  are  7  feet 
2  inches  center  to  cen- 
ter, making  them  10 
inches  apart  between 
the  ends  of  the  knobs, 
or  14  inches  apart  be- 
tween the  surfaces. 
They  make  150  revolu- 
tions per  minute,  which 
corresponds  to  a  periph- 
ery speed  of  2,827  feet 
per  minute.  The  weight 
of  the  two  moving 
parts  is  about  167,- 
000  poimds.  The  jour- 
nals  d   are   30    inches 

long  and  16  inches  in  diameter  and  made  in  the  form  of  thrust  beariogs. 
shafts  are  made  of  horseshoe  hammered  iron. 

Driving  pulleys  e  are  placed  on  both  ends  of  both  roll  shafts.  They  are  6  feet 
6  inches  in  diameter  and  24  inches  wide.  They  can  run  loose  on  the  roll  shafts, 
but  do  not  do  so  until  they  have  overcome  the  friction  of  the  band  brakes  f 
which  connect  them  with  smaller  pulleys  g  3  feet  diameter,  4  inches  face,  keyed 
to  the  shafts.  The  band  brakes  are  held  up  with  springs  h  of  2,500  pounds  ten- 
don.   The  friction  is  estimated  at  500  pounds,  which  is  the  driving  force  upon 


PIG.    61, — PILLOW    BLOCKS   FOR   EDISON'S   GIANT    ROLLS. 
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PIG.   62a. — SECTION  OP 
ONE   OF  EDISON's   GIANT  ROLLS. 


PIG.  626. — FACE  OF 

ROLL    (unrolled), 

SHOWING  SLUGGERS 

AND    KNOBS. 
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the  roll.  This  force  is  insufficient  to  start  the  rolls;  they,  therefore,  have  to  be 
started  with  a  bar.  The  driving  is  by  a  special  design  using  a  tightening  pulley 
which  enables  both  rolls  to  be  driven  by  the  same  belt,  which  is  made  of  six-ply 
rubber.  The  pillow  blocks  are  placed  upon  guides  i  and  are  held  together  by 
two  powerful  bolts  ;  one  above  and  one  below.  The  bolts  have  wooden  washers 
and  lock  nuts  at  each  end ;  the  pillow  blocks  are  held  apart  by  shims. 

The  average  skip  load  in  this  mill  weighs  6^  tons.  This  is  fed  to  the  rolls 
over  a  roller  feeder.  The  rolls  can  take  an  8-ton  lump  of  rock,  but  the  maximum 
lump  that  they  practically  get  weighs  5  tons.  These  are  broken  by  the  blows  of 
the  slugger  plates  to  ^-ton  lumps,  or  2-foot  cubes,  and  these  lumps  are  in  turn 
seized  and  crushed  between  the  knobs.  The  blow  of  the  slugger  is  equivalent 
to  that  which  would  be  given  by  a  weight  equal  to  that  of  the  rolls,  falling  nearly 
40  feet.  The  capacity  when  run  at  150  revolutions  per  minute  is  300  tons  per 
hour,  or  7,200  tons  per  24  hours.  When  running  empty  at  150  revolutions,  they 
consume  50  horse  power.  With  the  feeding  of  every  skip  load,  however,  the 
speed  is  reduced  to  135  revolutions  on  an  average,  and  the  full  transmitting  power 
of  the  four  band  brakes,  or  80  horse  power,  is  called  upon.  This  period  of  re- 
tarding and  accelerating  is  estimated  to  be  about  one-sixth  of  the  time,  making 
the  average  total  power  used  by  the  rolls  when  crushing  300  tons  per  hour,  to 

be     55     horse     power. 
^1^*'^''*'""^  These      powers      were 

measured  with  amme- 
ter and  voltmeter  on  a 
motor. 

§  103.  Rolls  with 
Knobs. — In  Mill  1)1, 
the  No.  2  rolls  are  4 
feet  in  diameter  with  5 
feet  face  and  have 
knobs  upon  them  2 
inches  high,  like  those 
of  the  No.  1  rolls,  only 
smaller.  In  fact  the 
whole  mounting  of 
plates  and  connection 
of  power  is  the  same  as 
that  of  No.  1  rolls,  with  the  exception  that  there  are  no  slugger  plates  and  the 
rolls  are  driven  from  one  end  only  by  pulleys  30  inches  in  diameter  and  18  inches 
face.  The  two  rolls,  weighing  96,000  pounds,  are  set  7  inches  apart  between  the 
faces,  or  3  inches  between  the  knobs.  The  journals  are  14  inches  in  diameter 
and  30  inches  long.  The  knobs  show  but  little  wear  after  crushing  90,000  tons. 
Their  capacity  is  300  tons  per  hour  crushing  what  has  passed  through  the  No.  1 
rolls.  They  require  38  horse  power  when  crushing,  and  30  horse  power  when 
running  empty. 

§  104.  Corrugated  Rolls. — Mill  91  has  three  such  rolls,  Nos.  3,  4  and  5. 
The  arrangement  of  the  No.  3  rolls  is  shown  in  Fig.  63.  They  are  geared  to 
bring  the  ridge  of  one  roll  opposite  the  groove  of  the  other.  Their  dimensions 
are  given  in  Table  58. 

All  three  sets  of  rolls  have  mechanism  of  design  C  (see  §  87).  In  this  case, 
however,  finger  gears  are  not  used,  but  carefully  cut  gears,  since  the  distance 
between  the  roll  shafts  is  kept  constant.  These  gears  run  in  oil  kept  warm  by 
a  steam  pipe.  The  shells  are  made  in  segments,  of  chilled  cast  iron.  Spaces  of 
about  4^  inches  at  each  end,  with  no  corrugation,  are  cut  down  thinner  to  save 
wearing  the  heads  of  the  bolts  which  hold  the  segments  to  the  cores.     These 
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rolls  are  all  driven  through  split  wobblers  (see  QQ',  Fig.  646),  with  shearing 
safety  pins  g.  No.  3  rolls  has  a  fly-wheel  (see  Fig.  63)  6  feet  diameter  with  » 
rim  4  inches  wide  and  5  inches  thick.  It  is  connected  through  a  split  wobbler 
to  the  roll  shaft  which  receives  the  power.  The  roll  shafts  are  all  of  horseshoe 
hammered  iron  and  they  all  have  thrust  bearings.  The  arrangement  of  pillow 
blocks,  bolts,  shims  and  washers  in  No.  3  rolls  is  like  the  rolls  with  sluggers  and 
knobs.  No.  4  rolls  has  springs  which  are  not  used,  as  they  rely  upon  the  split 
wobblers  for  safety.  No.  5  uses  also  springs  for  safety,  six  on  each  side,  16 
inches  long,  made  of  IJ-inch  round  steel.  They  exert  a  pressure  of  80,000 
pounds.  No.  3  rolls  is  fed  with  material  which  has  passed  through  No.  2  rolls. 
No.  4  with  what  passes  No.  3,  and  No.  5  with  what  passes  No.  4. 

TABLE  68. — CORRUGATKD  ROLLS. 

AbbreriationB.— C.=ceDter;  Cap. = capacity;  Cor. = corrugation;  Cruft.=cni8hiDg;  DiBt.sdlstance:  Enip.= 
empty;  Hol.=hollow8;  H.  P. = horse  power;  Ht.=height;  In.siDches;  Min.=mioute;  No.^Number;  R.  C.= 
rounded  comigations;  Seg.ssegments;  8.0.=8quaregrooye8. 


Ron 

No. 

Di- 
ame- 
ter. 

Ftea 

Space 
betw'n 
Shells. 

Thick- 
neflsof 
Shells. 

Kind 

of 

Surface 

Ht 

of 

Cor. 

Dist.  C. 

toC.  of 

Hoi. 

Width 
of 
Seg. 

Reyolu- 

tionn 
perMin. 

Cap. 
Hour. 

Pixe 
of  Jour- 

Size  of 
Pulley. 

Total 
H.  P. 
Cms. 

Tbtal 
H.  P. 
Emp. 

8 
4 
B 

In. 
36 
86 
24 

In. 
86 
86 
90 

In, 

In. 
8 
8 

R.C. 
R.C. 

s.a.(&) 

In. 

In. 

7 

8 

In. 

8 

8 

las 

125 
126 

Tons. 

aoo 

800 
800 

In. 
"8id»" 

In. 
64x19 
64x19 
86x18 

14 
80 
189 

4 

4 
4 

(a)  The  space  here  mentioned  is  the  distance  between  the  ridge  of  one  roll  and  the  groove  of  the  other. 
(/>)  These  are  square  groores  ^  inch  deep  and  H  inch  wide. 

§  105.  Three  High  Rolls. — (See  Figs.  64a  and  646.)  As  the  name  indi- 
cates, this  machine  consists  of  three  rolls  B,  C,  D,  one  above  the  other.  Mill  91 
has  four  sets  of  these  rolls,  two  of  No.  6  rolls  and  two  of  No.  7.     One  set  of  No. 


FIG.   64a. — END  SECTION  OF  EDISON'S       FIG.   646. — SIDE  ELEVATION  OF  EDISON'S 
THREE  HIGH   ROLLS.  THREE  HIGH  ROLLS. 
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6  and  one  set  of  No.  7  are  run  at  a  time.  These  rolls  are  36  inches  diameter, 
30  inches  face,  and  are  run  at  90  revolutions  per  minute.  The  shaft  L  of  the 
lower  roll  is  driven  by  beveled  gears  running  in  oil.  These  have  wooden  teeth 
which  do  not  show  any  wear  after  doing  their  share  of  work  on  90,000  tons, 
while  metal  gears  depreciate  18%  in  a  year.  The  power  is  transmitted  to  the 
roll  by  a  split  wobbler  QQ'  and  a  shearing  safety  pin  q.  The  roll  shaft  has  fixed 
babbitted  boxes.  The  upper  two  rolls  are  driven  by  friction  from  the  lower,  and 
have  boxes  that  are  free  to  slide  vertically  in  guides  A.  On  each  end  of  the 
lower  and  upper  roll  shafts  are  loose  sheaves  F,  over  each  of  which  run  seven 
passes  of  ^-inch  wire  rope  with  19  wires  to  the  strand,  made  of  plough  steel.  A 
bight  of  the  rope  passing  over  an  overhead  pulley  J  furnished  with  a  piston 
tightener  K,  driven  by  compressed  air,  supplies  a  pressure  of  125,000  to  150,000 
pounds  to  do  the  crushing.  The  use  of  these  ropes  eliminates  almost  all  fric- 
tion except  that  in  the  journals  of  the  lower  roll,  due  to  the  weight  of  the  three 
rolls  which  amounts  to  20,000  pounds.  The  journals  of  all  these  rolls  are  12 
inches  in  diameter,  18  inches  long,  made  of  horseshoe  hammered  iron  with  thrust 
bearings.  The  boxes  are  tubular,  in  halves,  bolted  together  and  put  into  the 
pillow  blocks,  all  babbitted  with  pure  babbitt. 

The  shells  are  made  of  soft  gray  cast  iron  which  costs  2  cents  per  pound. 
Steel  shells  were  found  to  flow  at  the  ends  2  inches  per  day.  Chilled  iron  shells 
will  not  bite  the  ore.  The  edges  are  beveled  about  45°  for  about  2  inches  from 
the  ends  to  prevent  chipping.  Each  shell  is  a  true  cylinder  outside  and  inside 
and  is  keyed  in  place.  It  weighs  4,600  pounds,  and  is  8  inches  thick  when  new, 
and  wears  down  to  6^  inches  before  being  discarded.  It  has  to  be  trued  every 
three  days.  This  is  done  by  reducing  the  speed  of  the  roll  shaft  to  that  of  a 
lathe,  using  pulley  and  reducing  gears  driven  from  the  other  set  of  rolls.  To 
accomplish  this,  gears  which  mesh  together  are  placed  at  the  ends  of  all  three 
roll  shafts.  When  the  truing  is  done,  the  gear  from  the  middle  shaft  is 
unbolted  and  removed,  while  the  upper  and  lower  gears  are  allowed  to  remain, 
since  they  do  not  interfere  with  the  crushing.  Tungsten  steel  tools  are  used 
for  truing;  they  work  rapidly  and  keep  their  edges.  The  wear  of  shells  is  0.25 
cents  per  ton  crushed  for  the  No.  6  rolls  and  less  for  the  No.  7. 

To  get  a  speed  that  would  be  slow  enough  for  the  rolls  to  bite  the  ore,  90  revo- 
lutions per  minute  was  decided  upon.  The  ore  is  fed  by  roller  feeder  S  to  the 
upper  apron,  which  conducts  it  horizontally  forward  between  the  upper  and 
middle  rolls  and  the  lower  apron  U  catches  it  and  feeds  it  horizontally  backward 
between  the  middle  and  lower  rolls.  The  rolls  are  set  close  together  until  the 
feed  comes,  which  opens  the  No.  6  rolls  to  l^-inches  apart  and  the  No.  7  to  J 
inch  apart.  The  No.  6  rolls  crush  of  ^  inch  stuff  from  No.  6  corrugated  rolls, 
300  tons  per  hour  to  pass  a  so-called  14-mesh  ( 0.060 X 0.6-inch  slot)  screen.  The 
oversize  comes  back  at  the  rate  of  ^00  tons  per  hour,  making  the  amount  handled 
by  these  rolls  to  be  600  tons  per  hour. 

The  No.  7  rolls  treat  material  which  has  been  through  14-mesh  screen  (0.060 
X0.5-inch  slot),  reducing  it  to  -^  inch  (0.020X0.5-inch  slot)  screen  at  the  rate 
of  135  tons  per  hour,  to  which  must  be  added  the  oversize  which  is  returned  to 
the  rolls. 

Each  set  of  rolls  requires  horse  power  as  follows: 


When  Empty. 
Horse  Power. 

When  CruBhfng. 
Horae  Power. 

No.  6  rolls    

10 
10 

280 

150 

No   7  rollii. 
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These  rolls  are  claimed  to  have  remarkably  high  efBciency  as  compared  to  or- 
dinary crushing  rolls,  owing  to  the  almost  complete  elimination  of  journal  fric- 
tion. As  determined  by  the  rise  in  temperature  of  the  ore  passing  through,  they 
give  85%  mechanical  efficiency  against  15%  of  ordinary  rolls. 
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46.  Ibid.,   Vol.    XLIX.,    (1889),    p.    141.     Luttermann.     Apparatus    for    truing    rolls    at 

Clausthal. 

47.  Bull.  8oc.  Ind.  Min.,  Series  III.,  Vol.  VIII.,    (1894),  p.  527.    C.  Mouchet.     Dimen- 

sions, capacity  and  power  of  rolls  at  Vaucron  mill. 
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57.  ibid..  Vol.   XXXVI.,    (1883),   p.   128.     No  autiior.     Gates   rolls  are  described.     Two 
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p.  497. 

62.  Ibid.,  p.   305.     No  author.     Description  of  rolls   with   finger  gears  made   by  J.   W. 
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72.  Ibid.,  Vol.  XXI.,    (1883),  p.  55.     No  author.     Description  of  the  Odell   roller  mill 
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73.  Ibid.,  Vol.   XXXVI.,    (1890),  p.    178.     No  author.     Description   of  Krom   rolls  and 
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which  the  two  bolts  for  setting  the  spaces  are  connected  by  chain  and  sprocket  to 
give  equal  motion. 
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CHAPTER  IV. 

STEAM,  PNEUMATIC  AND  SPEING  STAMPS. 

§106.  Stamps — Their  Pbinciple,  Purpose. and  Classification. — Stamps 
are  probably  the  oldest  devices  for  fine  crushing  preparatory  to  concentration. 
They  are  used  both  with  and  without  water,  but  chiefly  with  water  when  crushing 
preparatory  to  concentration.  While  the  earlier  forms  were  very  crude  and 
inefficient,  the  later  types  show  groat  perfection.  They  occupy  in  the  scheme 
of  mill  work  the  position  either  of  final  crushers  or  of  auxiliary  crushers. 

In  all  forms  of  stamps  the  crushing  is  done  by  the  blow  struck  by  a  pestle 
or  stamp  upon  the  rock  which  is  resting  in  a  mortar.  The  stamp  invariably 
comes  down  with  accelerated  motion,  reaching  its  maximum  velocity  at  the 
moment  it  strikes  the  blow.  The  momentum  of  the  stamp  is  then  spent  in 
crushing  the  rock.  It  follows  that  the  main  wear  will  come  upon  the  end  of 
the  stamp  and  upon  the  bottom  of  the  mortar ;  these  parts  are  made  repkceable 
and  are  called  shoe  and  die  respectively. 

Stamps  are  best  fed  with  a  product  which  has  a  uniform  maximum  size  of 
lumps,  such  as  will  be  received  from  a  breaker.  Automatic  feeders  are  therefore 
not  only  practicable  but  advantageous. 

The  product  of  stamps  passes  usually  through  a  screen,  and  the  larger  frag- 
ments are  retained  in  the  mortar  until  they  are  crushed  small  enough  to  pass 
through.  Stamps  are  especially  applicable  to  crushing  ores  of  gold  and  silver 
preparatory  to  amalgamation  and  concentration,  native  copper  rock  preparatory 
to  concentration,  and  a  variety  of  ores,  such  as  cassiterite,  chromite,  graphite, 
etc.,  preparatory  to  concentration.  Stamps  are  particularly  useful  where  fine 
crushing  in  one  operation  is  desired.  They  are  not  suitable  for  crushing  ores 
in  which  the  valuable  mineral  is  coarsely  disseminated  and  friable. 

According  to  the  mode  of  applying  power  for  striking  the  blow,  stamps  are 
divided  into: 

(a)  Steam  stamps,  which  are  lifted  and  forced  down  by  a  steam  piston. 

(b)  Pneumatic  and  spring  stamps,  in  which  the  power  for  lifting  and  forcing 
down  the  stamp  is  applied  by  a  crank,  while  the  shock  to  the  machine  and  the 
variation  of  length  of  stroke  are  taken  up  bv  an  air  cushion  or  by  a  spring. 

(c)  Gravity  stamps,  which  are  lifted  by  cams  and  allowed  to  fall  by  their 
own  weight.  The  velocity  of  fall  of  gravity  stamps  is  limited  to  that  which 
can  be  acquired  from  gravity.  The  velocity  of  the  other  stamps  is  limited  by 
the  amount  of  wear  to  which  it  is  economical  to  subject  the  machinery  and  the 
mortar. 

Steam  Stamps. 

§107.  Principles  of  Action. — These  machines  consist  of  a  vertical  stamp 
shaft  which  is  forced  down  to  strike  its  blow,  and  lifted  up  preparatory  to  strik- 
ing the  next,  by  a  steam  piston.  The  stamping  is  done  in  a  mortar  provided 
with  a  screen  to  prevent  the  particles  from  issuing  until  they  are  reduced  to 
standard  size.  The  blow  is  received  upon  a  die  placed  in  the  bottom  of  the 
mortar.    The  ore,  being  on  the  die,  is  broken  small  by  the  blow.    Water  is  fed 
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with  the  rock.    The  large  machines  are  of  enormous  capacity,  and  with  these 
the  limiting  screen  has  holes  fVii^ch  (4.76  mm.)  in  diameter  or  larger. 

Six  designs  of  large  steam  stamps  have  been  put  in  use  in  the  mills:  Th^Ball 
(Fig.  65),  the  Leavitt  (Figs.  66a,  6G6  and  66c),  the  Allis  (Fig.  6T),  the  Fraser  & 
Chalmers,  the  Union  Iron  Works  (Fig.  68),  and  the  Cuyahoga.  The  Ball  stamp 
was  the  first  to  gain  a  permanent  foothold  and  was  for  many  years  the  standard 
machine  in  the  Lake  Superior  copper  mills.  The  Leavitt  stamp  was  designed 
to  give  a  more  economical  use  of  steam  and  a  more  efficient  blow.     The  AIHs 

stamp  was  designed  to  give  a  veiy^ 
powerful  blow,  and  to  use  a  more 
effective  mortar  bed.  Of  later 
construction  are  the  Fraser  & 
Chalmers,  the  Union  Iron  Works, 
which  are  almost  identical  stamps, 
and  the  Cuyahoga.  The  six 
types  of  stamps  have  so  much  in 
common  that  they  will  be  de- 
scribed as  one  machine  except 
where  differences  call  for  special 
remark. 

§  108.  Foundation,  Mortar 
Beds  and  Sills  and  Girders. — 
For  the  foundation,  bed  rock  is 
leveled  off  or  a  concrete  bed  is 
made.  Upon  this  is  placed  a  tim- 
ber foundation  made  of  square 
timbers  lying  close  together  in 
layers,  those  of  one  layer  being  at 
right  angles  to  those  above  aiul 
below  it,  and  the  whole  bolted 
together  with  vertical  2-inch 
bolts.  The  timbers  in  a  layer  are 
often  placed  2  inches  apart  with 
the  spaces  filled  up  with  cement. 
For  mortar  beds,  the  Ball,  the 
Fraser  &  Chalmers,  and  thi* 
Union  Iron  Works  stamps  have 
comparatively  small  blocks  of  cast 
iron  on  which  the  mortars  stand. 
The  weights  of  these  mortar  beds 
are  sufficient  to  absorb  only  a 
small  portion  of  the  effect  of  tlie 
blow,  and  on  this  account  it  is  considered  necessary  to  place  under  them  spring 
timbers  of  oak  (see  Fig.  65).  The  earlier  Leavitt  stamps  used  the  same  com- 
bination. The  spring  timbers  are,  on  native  copper  rock,  a  source  of  serious 
expense,  being  made  of  the  finest  white  oak,  and  lasting  only  about  three 
months.  The  Allis  stamp  substituted  for  the  light  block  and  spring  timbers 
a  mortar  bed  built  up  of  several  blocks  of  cast  iron  weighing  60  to  90  tons  in 
all,  resting  directly  upon  the  foundation.  They  are  12X10  feet  below  and 
narrow  upward  to  4X6  feet.  With  this  improvement  the  capacity  in  rock 
crushed  per  24  hours  was  increased  about  25%.  The  Leavitt  stamp  followed 
with  mortar  beds  of  120  tons  each  with  the  same  result,  so  that  the  introduction 
of  heavy  mortar  beds  has  completely  obviated  the  necessity  for  spring  timbers, 
and  in  most  cases  replaced  them.     The  Cuyahoga  bed  is  similar  to  the  Allis. 


fig.  65. — BALL  steam  STAMP. 
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PIG.  66a. — PARTIAL  SECTION- 
OP  LEAVITT  STEAM  STAMP 
ON  LINE  AA  OP  PLAN 
AND    PARTIAL    ELEVATION. 

PIG.  66b. — HALF  SECTION  ON 
LINE  BB  AND  HALP  ELE- 
VATION. 

PIG.    66c. — PLAN. 
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Fraser  &  Chalmers  placed  a  rubber  cushion  1  inch  thick  between  the  mortar 
bed  and  the  spring  timbers.  Table  59  contains  some  details  of  foundations  and 
mortar  beds. 


FIG.    67. — ALLIS   STEAM    STAMP. 

The  sills  and  girders  serve  to  connect  the  foundations  with  the  frames.  Id 
all  but  the  Leayitt  and  AUis  stamps  there  are  three  sets  of  these:  (a)  two  main 
Bills  resting  on  the  foundation  at  right  angles  to  the  top  timbers,  (6)  two  first 
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FIG.  68. — UNION  IRON  WORKS  STEAM  STAMP. 

girders  resting  on  the  two  main  sills  and  at  right  angles  to  them,    (c)  two 
second  girders  resting  on  the  first  girders  and  at  right  angles  to  them.     The 
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Leavitt  and  Allis  stamps  omit  the  two  second  girders. 
€ach  design  of  stamp  are  given  in  Table  60. 


The  details  of  these  for 


TABLE   59. — FOUNDATIONS  AND  MORTAR   BEDS. 
Abbreviations. — Ft.=feet;  In. finches;  Lb.=poundfi. 


Mill 
No. 

Number 

ofStamps 

Used. 

Design  of  Stamp. 

Foundation 
rests  on 

Foundation. 

Mortar  Bed. 

Spring  Tlinbers. 

42 

4 

1 
1 

11 

4 

1 

1 
5 

6 

Fraser  &   Chal- 
mers andUnion 
Iron      WorksL 
treating    hard 
ore 

14  X  14-in.  ilmberv 
with  8  m.  of  ce- 
ment     between 
them.  18  ft.  long 
18  ft.  wide. 

44 

Blocks  weighing  78 
ton    (8eeFlg.69). 
1=28,500    lbs.    (1 
piece):   2=08,400 
lbs.    (8    pieoes); 
8=71,400  lbs.    (8 
pieces). 

8  white  oak  timT>pm 

14  ft  loDfir,  16  in. 
deep,  14  in.  wide. 
Lastl  3rear. 

42 

Ditto,     treating 
soft  ore 

4« 

48 

BaU,        treating 
middlings...... 

U 

48 

Fraser    &  Chal- 
mers 

Samea8MU148. 

Timber  block  86  ft. 
long,  80  ft.  wide, 
15  ft.  deep. 

Timber     and    ce- 
ment block  15^4 
ft.  long,  14U  ft. 
wide,     ISHT  ft. 
deep. 

(4 

Timber  block. 
Same  as  Mill  46. 

Same  as  MiU  48 

Weighs    180     tons 
(see  Fig.  70).    1= 
cylinder  4  ft  di- 
ameter and  4  in. 
high;  8=8  ft.  8  in. 
x8ft.8in.xlfL 
6in.;8=8fL8in. 
x8ft.8in.x8ft.; 
4=8ft8ln.xl6ft 
X  1  ft  10  in.   (8 
pieces). 

Under  8  stamps 
(those     with 
spring    timbers) 
blocks  weigh  SO 
tons  each.  Under 
2  stamps  60  tons 
each. 

Blocks  weighing  60 
tons. 

44 

Blocks  weighing  90 
tons,  18x10  ft.  at 
thobase. 

Weighs  60  tons. 

ff  whit  ft    oak    tfm- 

Concrete,  86  ft. 
long.  80  ft.  wide, 
2  ft.  deep. 

Natural       sand- 
stone bed  rock. 

Concrete. 
Same  as  Mill  46. 

b-rs  (8eeF^.71)L 
Last  6  years. 
Formerly  used  and 
lasted  8  moaUia. 

Only  8  stamps,  tiae 
spring     timbers 
which      last      S 

None  used. 

44 

Learitt 

46 

Ball 

46 
46 

Cuyahoga 

Allis. 

47 

Allis 

44 

48 

Allis 

TABLE   60. — SILLS  AND  GIRDERS. 
Abbrevia  Ions.— Ft. = fe«^t:  In. = Inches. 

DfWifmof 
St*oip. 

The  two  main  Sills. 

The  two  first  Girders. 

Tlie  two  second  Girders 

The  Frame 
stands  on 

Ball 

block  by  18  bolts. 

Flanged  tubular  sills  of  r*ast  iron 
16x8«x2fthigh.    18  ft.  8  in. 
center  to  center. 

Flanimd  tubular  sills  14  ft.  8  in.  x 

Wooden  timbers  14  in. 
wide,  18  in.  high,  each 
fastened  to  sills  by  8 
bolts. 

Cast-iron  double  tubu- 
lar girders  each  hHd 
to  the  sills  by  twelve 
1^-in.  bolts.     10  ft. 
center  to  center. 

Cast-iron  (rirders  14  ft. 

Wooden  timbers,  each 
fastened  to  flrat  tim- 
bers by  4  bolts. 

None  used. 
None  used. 

The  t  wo  second 

I/savitt 

Allis 

girders. 

Ift8in.xlfi, 
4in.high,ca8t 
upon  the  two 
first  girders. 
The    two    first 

Fraser 
men 

XJnlo 
^Vbrl 

AChal- 


Q  Iron 
to 

F 

Fl 

lft.9Win.x8ft.8 
helddownby  sixti 
dation  bolts.  18  f 
ter  to  center  and  1 
by  two  4-in.  tie-be 
anged  ribbed  sil 
down  to  the  wo« 
18  bolts. 

ianged  ribbed  siU 
by  bolts. 

in.  high,  each 

^n  2-in.  foun- 

t.  8^  in.  cen- 

tield  together 

Its. 

s,  each  held 

len  block  by 

Is  held  down 

2i 
hii 
at 
do 
bo 

Dou 
ea< 
81 

Doul 

Z 

n.xl  ft.  0in.x2ft. 

?h,    rounding    off 

the  endA,  each  held 

wn  by  eight  l^^-in. 

Its. 

ble  tubular  girders, 

ch   held  down  by 

»1U. 

t>Ie  tubular  girders. 

ch  held  down  by  8 

Its. 

Double  tubular  girde 

each  held  down  by 

bolts. 
Double  tubular  girde 

each  held   down 

8  l)olto. 

rs, 
^16 

rs, 
by 

girders. 

Pedestals  oast 

on  the  second 

girders. 
Pedestals   ca<«t 

on  the  second 

girders. 

§  109.  Frame. — The  Ball  stamp  frame  (see  Fig.  65)  consists  of  two  heavy 
vortical  timbers  with  cross-timbers  upon  which  are  placed  the  stamp  shaft  guides, 
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the  piston  rod  guide,  the  cylinder  and  the  valve  gear.     These  timbers  stand  upon 
and  are  strongly  braced  to  the  upper  girders. 

The  Leavitt  stamp  frame  (see  Figs.  66a  and  66b)  consists  of  four  posts  of 
cast  iron  standing  upon  and  bolted  to  pedestals  on  the  ends  of  the  two  first 
girders.  These  posts  lean  toward  the  center  so  that  the  top  is  44%  of  the  width 
of  the  bottom.  The  frame  is  in  three  sections,  lower,  middle  and  upper,  with 
suitable  cross-bars,  flanged  and  bolted  together.     The  middle  part  carries  the 
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PIG.  69. 


FIG.  70. 


FIG.  71. 


FIG.  69. — MORTAE  BED  OF  FRASER  A  CHALMERS  STAMP.      FIG.  70. — MORTAR  BED  OF 
LEAVITT  STAMP.       FIG.  71. — SPRING  TIMBER  IN  MILL  43. 
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guides,  the  upper  carries  the  dash  pot  and  piston  rod  guide,  the  cylinder  and 
valve  gear. 

Fraser  &  Chalmers,  Union  Iron  Works,  and  the  more  recent  Ball,  use  this 
same  frame. 

The  Allis  stamp  (see  Fig.  67)  consists  of  two  heavy  cast-iron  posts  with  cross- 
bars, made  up  of  three  sections,  lower,  middle  and  upper,  flanged  and  bolted 
together.  The  lower  part  is  widened  to  give  a  stable  foot. 
The  middle  part  carries  the  guides.  The  upper  part  carries 
the  valve  gear,  the  steam  cylinder  and  the  piston  rod  guide. 
The  frame  is  braced  from  the  upper  ends  of  the  middle  part 
to  the  ends  of  the  sills  by  four  iron  braces. 

The  frames  of  the  original  Ball  and  of  the  Allis  stamps 
admit  of  screens  on  two  sides  of  the  mortar  only ;  that  of  the 
other  three  allow  screens  on  all  four  sides,  if  desired. 

§  110.  Mortar  and  Screens. — The  mortar  is  in  two  parts: 
the  mortar  proper,  which  is  below  and  takes  most  of  the  wear, 
and  the  mortar  housing  which  is  above  and  confines  the 
splash. 

The  mortar  proper  is  a  cylindrical  pot  of  cast  iron  (see  Figs.  66a,  666,  and 
67).  Upon  the  mortar  proper,  and  bolted  to  it,  stands  the  mortar  housing  which 
in  the  Ball  and  Allis  stamps  is  wedge-shaped,  with  two  sides  vertical,  and  the 
other  two  sides  sloping  inward  downward  to  suit  the  screens.  This  housing  is 
built  up  of  castings  and  plate  iron  riveted  together,  and  on  the  two  sloping 
sides  it  is  provided  with  screen  frames,  and  outside  the  screen  frames  it  is  closed 
in  with  shields  (see  Fig.  65),  and  has  a  discharge  spout  below  out  through  which 
the  stamp  stuflE  which  passes  through  the  screens  is  discharged.  In  the  Leavitt, 
the  Fraser  &  Chalmers,  the  Union  Iron  Works  and  the  Cuyahoga  stamps,  the 
four  sides  of  the  mortar  housing  slope  downward  and  inward  to  suit  the  screens, 
and  the  housing  has  four  re-entering  angles  to  give  room  for  the  four  posts. 
This  combination  gives  the  section  of  the  top  of  the  housing  the  form  of  a  cross 
(see  Fig.  72).  The  housing  is  closed  in  on  top  with  an  iron  cover  with  three 
holes  in  it,  one  for  the  stamp  shaft,  one  for  the  feed  hopper,  and  one  for  the 
water  pipe.  The  housing  has  a  lining  in  two  parts,  upper  and  lower,  the  lives 
of  which,  for  the  Ball  stamp,  are  shown  in  Table  61. 
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TABLE  61. — MORTAR  HOUSING  LININGS  FOR  BALL  STAMP.** 


Mill. 

Upper  Lining. 

Lower  Lining. 

HateriaL 

Thick- 

life. 

MateriaL 

Thick- 
ness. 

Life. 

OfthimM  A  Hf¥*JAt  - 

Wrousrht  iron. 

Inches. 

Months 
6 
8 
12 

Chillfld  cast  iron 

Inches. 

Montlis 

8 

Allouez 

Chilli  cast  iron 

1 

Chilled  cast  iron 

1 

4 

Atlantic 

Wrought  iron. 

Wrousrht  iron 

6 

The  details  of  the  mortar  proper  are  shown  in  Table  62,  and  those  of  the. 
mortar  housing  in  Table  63. 

TABLE  62. — ^DETAILS  OF  THE  MORTAR  PROPER. 


MiU 
No. 

Design  of  Stamp. 

Inside 
Diameter. 

Depth. 

Thickness 
of  Sides. 

Thickness 
of  Boti/um. 

42 
48 
44 

46 
46 
48 

[  Fraser  &,  Chalmers 
I^eavitt 

Ft  In. 
8    6 
8    7 

8    flV6 

Inches. 
20» 
21 

28 

Inches. 

8 

6 
8 

8 

Inches. 
6 

?* 

6 

Ball 

J-Allia 

TABLE   63. — ^DETAILS 

OF  THE   MORTAR   HOUSING. 

Design  of 
Stamp. 

Outside  Height 

Outside  at  Top. 

Outside  at  Bottom. 

Allig 

Ft     In. 
4        2 

8        ^ 

Leugth.  Widih. 

Ft.ln.    Ftlu. 

8    11^x4    6 

j   8    0      x8    0*   t 

14    2       x4    2«    f 

Length.  Width. 
Ft.  In.    Ft.  In, 
6     J^x4   6 

4     8x48 

Leavitt 

♦See  Fig  72. 


The  screens  are  of  steel  plate  punched  with  holes  that  are  usually  round. 
The  screen  frame  (see  Pig.  67),  is  of  cast  iron  with  vertical  bars,  commonly 
three,  running  from  the  top  part  to  the  bottom  part  of  the  frame ;  this  gives  four 
panels  in  which  the  four  parts  of  a  screen  plate  are  fastened  with  bolts  and  bind- 
ers. The  screen  frame  is  bolted  to  the  housing  upon  a  face  trued  to  receive  it. 
Spare  screen  frames  with  screens  upon  them  are  kept  on  hand  to  save  time  in 
changing.  When  the  lower  part  of  a  screen  plate  is  too  much  worn,  it  is  turned 
end  for  end  and  what  was  the  upper  end  is  placed  below  to  take  the  wear.  The 
details  of  screens  and  their  life  are  given  in  Table  64. 

§  111.  Die,  King,  Staves  and  Shoes. — In  the  mortar  (see  Fig.  666),  is 
placed  a  die  which  is  a  flat  disc  in  the  form  of  a  truncated  cone  with  the  smaller 
diameter  uppermost.  This  receives  the  blow  and  bottom  wear.  Around  the  die 
is  placed  a  ring,  which  serves  to  fill  the  space  and  to  support  the  staves  which  are 
in  section  wedge-shaped  and  lie  together  around  the  circle  like  arch  bricks.  The 
staves  take  the  side  wear.  The  last  stave  put  in,  called  the  key  stave,  is  a  re- 
versed wedge,  and  is  held  in  place  by  a  bolt  through  the  sides  of  the  mortar.  The 
two  adjacent  staves  have  special  forms  to  conform  to  this  key. 

The  shoes  (see  Fig.  80)  are  in  geometrical  form,  namely,  cylindrical  discs 
from  which  two  opposite  segments  nave  been  removed;  this  makes  a  long  and 


§  111 


8TSAM,  PNEUMATIC  AND  SPRING  STAMPS, 


in 


TABLE  64. — ^DETAILS  OF  SCREENS. 

Abbrevlatioiia.— 0. 8.  P.soast-steel  ^tes;  Cuy.sCuyahoga:  Beg. = Degrees;  F.  &  C.=Fraser  &  Ghalmera; 
ln.=iDclieB;  No.=uumber;  Rsround;  S.saloti;  8cr.=Bcreeii;  8.P.=8teelp]ate;  8q.  In.=8quaretaicfat«;  Stam. 
=stamps;  U.  L  W.sUnionlron  Worlu;  Vert. = vertical;  V.&=Terticalfllot8. 


X 

o 

stamps 

Slope 
ofScr. 
from 
Vert. 
Deg. 

Mate- 
rial. 

Thick- 
uess. 
In. 

HoK 

Area  of  Screen. 
In. 

No.  of 
Screens 

in 
Frame. 

No.  of 
FrameH 

in 
Stamp. 

Total 
Screen 

Area. 
Sq.In. 

Life. 
Days. 

Life. 
Tons. 

s 

a 

Kind. 

Oae. 
In. 

18 

11 

F.&C.. 

8.  P. 

«• 

41 
t* 
U 
»« 

M 
M 
•• 

cVs.p.7 

I 

v.a 

EL 

v.a 

R. 
R.(e) 

# 
#ji. 

48 

42 
4S 

48 

(a) 

(6) 
Ball(r). 
F.&C. 
Leavitt 
Ball 

«7 

S7 

"ii" 

87 

8x48 

8x48 

8x48 

(<D7ir41 

8^x44 

8,078 
8,078 
8,078 
8,840 
(^984 

60 
60 
60 

44 

4'> 

(084 
(084 
(084 
80to40 
18 
48 

7,800 
1,800 

46 
46 
46 
47 

Ball.... 

AUia.... 
AlUa.... 
Ball.... 

28 
88 
88 
87 
88 

0.107 
0.107 
0.107 

"o.iiir' 

B.(e) 
R.(«) 
R 

R.(e) 
8.(/) 

/^xA 

(A)8Ux46net 
^M $2x46  net 
U)^x46net 

8,000 
8,060 
8,060 

8,086' 
8,106 

6,800 
0.860 
10.800 

48 

i'mit'^ 

6,400 
8,880 

(a)  F.  A  C.  and  U.  I.  W.  on  hard  ore.  (b)  Ditto  on  soft  ore.  (c)  On  middlings,  (d)  1  inch  lap  all  around, 
(e)  Three-eighth  inch  center  to  center.  (/)  Quoted  from  Sharplees.**  (if)  Y/eifflM  10  pounds,  {h)  Oi>e-half 
iDch  lap  alTaround.    (0  Then  patched  and  wears  6  di^s  more.   \J)  Atlantic. 


narrow  shoe  along  the  sides  of  which  rock  can  settle  to  be  crushed  later  as  the 
stamp  rotates  to  new  positions.  Since  the  outside  margin  of  the  shoe  does  the 
main  work  of  crushing  and  in  consequence  wears  faster  than  the  center,  it  is 
common  to  make  a  slight  depression  in  the  center  of  the  shoe  to  equalize  the 
conditions.  Fraser  &  Chalmers  make  this  depression  in  the  form  of  an  ellipse 
with  axes  13  and  8  inches  long.  Its  depth  is  one  inch  at  the  center  and  tapers 
to  0  at  the  edges.  Upon  the  top  of  the  shoe  is  a  dovetail  which  is  straight  on 
one  side  and  curved  on  the  other.  This  finds  its  counterpart  in  the  stamp  shaft. 
The  spare  space  is  taken  up  by  driving  in  a  key  with  shims  along  the  straight 
face. 

In  changing  a  shoe  when  it  is  worn  out,  the  stamp  is  stopped  and  lowered  so 
as  to  rest  on  the  rock.  The  key  is  driven  out  and  the  shims  are  removed.  The 
stamp  shaft  is  now  lifted  by  steam  pressure,  the  old  shoe  removed,  and  a  new  one 
put  in.  The  shaft  is  lowered,  the  dovetail  entered,  the  shims  and  key  put  in. 
The  stamp  is  now  lightly  dropped  a  few  times  to  set  the  shims.  If  needed, 
more  shims  are  put  in  and  the  key  set  up  hard.  The  stamp  is  now  raised,  "cover 
work***  removed,  screens  replaced  and  stamping  resumed. 

The  die,  ring,  staves  and  shoes  are  all  made  of  a  fine  chilled  cast  iron,  cast 
from  mottled  and  white  charcoal  pig  capable  of  taking  a  very  deep  chill,  and  they 
cost  at  Butte,  for  instance,  about  4  cents  a  pound.  The  rejected  worn-out  parts 
at  both  Lake  Superior  and  Butte  are  shipped  back  to  the  foundry,  and  perhaps 
bring  about  three-fourths  of  a  cent  per  pound.  This  metal  has  proved  far  bet- 
ter than  any  other  material  to  withstand  wear  of  heavy  stamps.  Table  65  shows 
the  comparison  of  various  metals  for  shoes  in  Mill  43.  The  details  of  these 
wearing  parts  with  figures  on  life  and  computed  wear  per  ton  are  given  in  Tables 
66,  67,  68  and  69. 

The  dies  wear  down  to  half,  or  less,  of  their  thickness,  and  toward  the  end 
of  their  life  to  some  degree  lessen  the  capacity  of  the  stamp.  The  wear  is  com- 
paratively slow,  due  to  the  fact  that  the  die  is  always  protected  with  4  to  6 
inches  of  rock. 

The  shoes  wear  to  a  form  somewhat  like  that  shown  by  the  dotted  lines  in 
Pigs.  73a  and  736,  and  toward  the  end  of  the  life  of  a  shoe  the  mortar  has  to 
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be  filled  fuller  with  rock  in  order 
to  reach  the  shoe.  This  fact,  and 
the  deformed  shape  of  the  worn- 
out  shoe,  cut  down  the  capacity 
of  the  stamp  considerably  toward 
the  last  hours  of  a  shoe. 

§112.  Steam  Cylinder, 
Valve  and  Valve  Motion. — 
The  usual  size  of  Ball  stamp  has 
a  cylinder  15  inches  diameter 
and  practical  stroke  of  about  24 


table  65. — ^metals  for  shoes  in  mill  43. 


Material. 

Time  to  Wear 
Out. 

Rock  stamp^ 

edinthe 

Time. 

Beforehand. 

Afterward. 

Armor  plate  steel. . 

Forged  steel 

Bfaoganeae  steel... 
GhUtodcastiroD... 

840 
840 
840 
840 

Pounds. 
148 
148 
148 
148 

Hours. 

87 

40 

42 
00  to  70 

Tons. 
175 
960 
278 
400 

TABLE  66. — ^DETAILS  OF  DIES  FROM  THE  MILLS. 
AbbreTiatlons.— In.sslnche8;  Lbs.=:pounds;  Mos.=month8;  No.snumber. 


^ 

Design  of  Stamp. 

Diameter. 

Height 

Weight. 

Life. 

Wear  of  Iron 
per  Ton.  (a) 

^ 

Low& 

Upper. 

New. 

Old. 

Gross. 

Net 

42 

Fraser  ft  Ohalmen  and  Union 
Iron  Works,  on  hard  ore 

Fraser  ft  Chalmers  and  Union 
Iron  Works,  on  soft  ore 

Ball,  '>n middling^...,., 

In. 
22 
22 

In. 

20 

20 

In. 

8 

8 

Lbs. 

660 

660 
450 

Lbe. 

Mos. 
12 

Tons. 

Lbs. 

Lbs. 

42 

4? 

24 

8 

6 

6 

12 

18 

16 

24 

48 

Fraser  ft  Chalmers 

1S,M0 
89,000 
22,500 
52,600 
117,000 
120,006 
180,000 
18,000 
to  28,800 

44 

Leavitc 

21« 

lfl« 

7^ 

746 

400 

00101 

O0068 

45 

Ball 

46 

Ball        

780 
760 
760 

175 
176 
175 

00145 
0MW6 
00068 

00111 
00050 
00049 

46 

nil  vAtkoflrA  .....                    

46 

Aufs.?^.:. ::.:*:. :.:.:::::.:.:: 

47 

Allls 



4R 

AHIs 

22 

20 

8 

750 

100^ 

0.0416 
to  0.0260 

00361 

i 

too-oa26 

(a)  OroM  wear  does  not  take  into  account  the  weight  of  the  worn-out  piece,  while  net  wear  does. 


TABLE  67. — ^DETAILS  OF  RINGS  FROM  THE  MILLS. 
Abbreviations. — ^Lbs. = pou  nds ;  No. = number. 


Mill 
No. 

Design  of  Stamp. 

Weight. 

Life. 

Wear  of  Iron 
per  Ton. 

New. 

Old. 

Gross. 

Net 

44 

45 
46 
46 
46 
47 
48 

LeaTitt 

Lbs. 
856 

Lbs. 
600 

Years. 

2 

Several 

Over  5 

4 

Tons. 
71,500 

Lbs. 
0.0120 

Lbs. 
0.00658 

Ball 

Ball 

8'JO 
B20 
820 

415 
415 
415 

52,600 
156,000 

0.0166 
0.0058 

0.00J7 
0.0026 

Cuyahoffa. 

AIIC7.T......:::: 

Allis 

Allls 

Ra)_ 

415 

•mooo  I  6!6o2«' 

o.mx 
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TABLE  68. — ^DETAILS  OP  STAVES  FROM  THE  MILLS. 
AbbreriatloDs. — In.=taiche8;  Lb0.=pound8;  Mos.= months;  No.snumber. 


1 

s 

Deeign  of  Stamp. 

Number 

of 
Stoves. 

Thick- 
ness. 

Weight  of 
Each  Stove. 

IMb. 

Wear  of  Iron 
per  Tod. 

a 

New. 

Old. 

Gross. 

Net. 

43 

Praaer  &  Chalmers  and  Union  Iron 
^JVorks.  oil  hard  ore ,,.,,.,,,■,,.. 

In. 
8 
8 

Lbs. 

Lbs. 

Mba. 

Tons. 

Lbs. 

Lbs. 

42 

Fraaer  k.  Chalmers  and   Union  Iron 
Works,  on  soft  ore. 

42 

Ball,  on  middlings 

48 

Fraser  A  Ohalmprs 

8 

319 
154 

••••gp- 

6 
6 

4 

94 
18 

18  to 
16 

M 

18  to 
15 

27,880 
89,000 
80,000 
105,000 
117,000 
90,000 

to 
115,000 
180,000 
90.000 

to 
116,000 

0.0114 
0.0895 

44 

Leavitt 

10 

0.0164 

4^ 

Ball 

46 

Ball 

4 
10 

8 

474 
190 

287 

250 
100 

126- 

0.0181 
0.0162 
0.(U10 

to 
0.0164 

0.0066 
0  0077 

46 

Ouyaboga 

4ft 

^'SJ^B  --,,,- 

00099 
to 

47 

Aiiif 

0.0078 

48 

AlUs 

8 



287 

«\ 

0.0210 

to 
0.0164 

0.0099 
to 

0.0078 

TABLE  69. — ^DETAILS  OF  SHOES  FROM  THE  MILLS. 
Abbreviations.  —In. = inches ;  Lbs. = pounds. 


1 

=3 

Design  of  Stamp. 

Dimen- 
sions. 

Weight. 

Life. 

Wear  of  Iron 
per  Ton. 

s 

New. 

Old. 

Gross. 

Net. 

42 

Fraaer  &  Chalmers  and  Union  Iron  Works,  on 
hard  orf^. .......  . 

In. 
28x14x8 
22x14x8 

Lbs. 

660 

660 
460 
600 
600 
700 
700 
700 

600 

700 

Lhs, 
160 
160 

"ioo" 
"'isH' 

880 
880 

800] 

880 

Days. 
6 

Tons. 

Lbs. 

Lte. 

42 

Fraaer  &  Chalmers  and  Union  Iron  Works,  on 
soft  ore 

4? 

Ball,  on  middlings 

80 

86 
25 
20 
16 
too 
8 

4-1 

Leavi  tt ." 

22xl4x8H 

1,600 
8,600 
6,800 
6,500 
6,000 
4,500 
to  6,000 
900 

0.40 
0.180 
0.0111 
0.106 
0.117 
0.188 
to  0.100 
O.T?8 

0  20 

4^ 

Ball .  r .  - . . T 

Aft 

Ball 

22x14x8 
22x14x8 
2:2x14x8 

22x14x8 

22x14x8 

0  oii;g7 

46 

Cuyahoea 

0  0609 

46 

V.UJ«1  s»                 .................. 

0  0617 

47 

Alll« --„,,-.,,.-  

0.067 

« 

Allis 

to  0.050 
0.411 

inches  (see  Fig.  74).  A  simple  slide  valve  is  used  which  is  given  accelerated  and 
retarded  motion  by  eccentric  gears  BB,  driven  from  a  separate  source  of  power. 
The  eccentric  C  makes  its  slowest  motion  when  the  valve  admits  steam  for  the  up 
stroke,  and  its  quickest  when  it  admits  steam  for  the  down  stroke.  The  latter 
is  to  give  quickly  a  full,  wide  opening  of  the  valve,  admitting  almost  full  boiler 
pressure  for  striking  the  blow.  The  valve  of  this  stamp,  and  of  the  others  also, 
is  given  a  lead  for  the  down  stroke  which  is  greater  than  is  customary  on  ordinary 
engines,  in  order  to  furnish  the  necessary  cushion  for  stopping  the  upward  move- 
ment of  the  stamp.  The  retardation  of  the  stamp  caused  by  its  striking  its  blow 
prevents  the  lower  end  of  the  cylinder  from  needing  any  lead  at  all.  The  throw 
and  lap  of  the  valve  is  so  adjusted  as  to  give  a  wide,  full  opening  of  the  valve  at 
the  upper  end,  and  only  about  -^  inch  at  the  lower.  As  the  piston  has  no  crank 
motion  to  stop  it  at  an  exact  point,  its  motion  being  arrested  at  the  top  end  by 
steam  cushion  and  at  the  bottom  by  the  blow  on  the  rock,  it  requires  a  large 
clearance,  2^  inches  at  the  top  end  and  4  inches  at  the  bottom,  with  full  stroke. 
The  Leavitt  stamp  (see  Fig.  75)  has  differential  cylinders  with  two  piston?. 
The  upper  piston  is  21^  inches  in  diameter:  the  lower  is  14  inchos.  For  the 
down  stroke  steam  is  admitted  and  exhausted  above  the  upper  piston  by  two  grid- 


124 


ORB  DRESSING. 


§  112 


iron  valves  (see  Fig.  76),  standing  on  edge,  moving  horizontally,  opened  and 
shut  by  two  cams  each  with  adjustable  cut-off.  The  cams  are  driven  from  an  in- 
dependent source  of  power.  The  admission  valve  cuts  off  the  feed  at  about 
40%  of  the  down  stroke.  The  piston  then  runs  by  expansion  to  the  end. 
The  exhaust  is  opened  at  the  same  instant  as  the  blow  is  given,  and  on  the  return 
the  exhaust  is  closed  and  the  feed  opened  at  about  90%  of  the  return  stroke,  to 
cushion  the  piston.  The  steam  for  the  return  stroke  is  admitted  below  the 
lower  piston  through  a  pressure  regulator  which  allows  it  to  pass  when  the  pres- 
sure falls  below  60  pounds  per  square  inch.  The  pressure  under  this  lower 
piston  will  range  from  a  maximum  of  60  to  a-minimum  of  50  pounds  per  square 
inch  for  each  stroke,  with  a  mean  of  55  pounds.  The  upper  piston  therefore 
always  acts  against  this  nearly  constant  pressure  of  the  lower  cylinder.  The 
cylinder  has  therefore  only  ^  inch,  which  is  the  usual  clearance  of  a  carefully 
made  engine,  at  its  upper  end,  avoiding  all  the  amount  of  clearance  at  its  lower 
end  due  to  variable  height  of  rock  in  the  mortar.     The  steam  exhausting  from 
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FIG.  74. 


FIG.    75. 


FIG.  76. 

FIG.     74. — BALL     STEAM     STAMP     CYLINDER.      FIG.     75. — LEAVITT     STEAM     STAMP 
CYLINDER.      FIG.    76. — VALVE    MOTION    FOR    LEAVITT    STAMP. 


the  upper  end  of  the  large  cylinder  and  that  which  leaks  into  the  between  space 
is  exhausted  into  pipes  for  heating  the  mills  in  winter,  and  into  a  jet  condenser 
with  air  pump  in  summer,  giving  a  vacuum  of  24J  inches  of  mercury,  equivalent 
to  12.14  pounds  per  square  inch. 

The  Allis  stamp  has  a  cylinder  20  inches  in  diameter  with  a  practical  stroke 
of  24  inches  (see  Figs.  77  and  78).  The  cylinder  is  provided  with  double  bal- 
anced piston  valves  at  each  end ;  each  valve  feeds  and  exhausts  the  steam  at  its 
end.  These  valves  are  driven  by  independent  eccentrics.  The  earlier  forms  of 
Allis  stamps  have  rotary  valves.  The  eccentric  of  the  upper  valve  is  driven  by 
a  disc  and  link  transmission  (see  Pig.  67),  giving  accelerated  and  retarded 
motion.  The  admission  is  made  while  the  eccentric  is  at  its  highest  speed,  which 
gives  a  quick,  wide  opening  of  the  valve,  cutting  off  at  about  33%  of  the  stroke 
and  running  by  expansion  the  remainder  of  the  stroke.  The  exhaust  opens  when 
the  blow  is  struck,  and  the  slow  motion  of  the  valve  comes  during  the  exhaust. 
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FIG.  77. — SECTION  OF  VALVES  FOR  ALLIS  STAMP. 
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The  exhaust  closes  and  the  feed  opens  in  time  to  cushion  the  piston.  The  valve 
at  the  lower  end  is  driven  by  an  ordinary  eccentric  without  acceleration ;  it  admits 
steam  partially  throttled  for  about  one-sixth  of  the  stroke,  and  runs  by  expaiiBion 


FIG.  78.  FIG.  79. 

FIG.    78. — SECTION   OF  CYLINDER  AND  PISTON   OF  ALLIS   STAMP. 

POT    FOR    LEAVITT    STAMP. 


FIG.    79. — ^DASH 


the  remainder.     No  steam  is  admitted  below  until  after  the  blow  is  struck.     The 
stamp  therefore  strikes  an  entirely  uncushioned  blow. 

The  Fraser  &  Chalmers  and  Union  Iron  Works  stamps  (see  Fig.  68)  have 
rotary  valves  above  and  below,  driven  by  independent  eccentrics,  and  these  are 
driven  by  a  pair  of  eccentric  elliptical  gears,  receiving  therefrom  accelerated  and 


TABLE    70. — DETAILS   OF   STEAM    CYLINDERS,    WATER   USED,   AND   CAPACITY. 
Abbreviations.— GHl8.=?aIloiis:  In.  =  incheR:  Lbs  =pounds;  Max.=maximuin. 


i 
1 

Design  of  Stamp. 

i 

LenpTth  of 
Stroke. 

1* 

02 

PI 

It 

Iff 
III 

^'l 

Max. 

Actual. 

ftR 

Fraser  &  Chalmers 

In. 

In. 

In. 

In. 

In. 

In. 

Lb0. 

(fc) 

(6) 

(b) 
(c) 

Gals. 

Tons. 

Tons. 
250 

42 

Fraser  &  Chalmers  and  Union  Iron 
Works,  on  hard  ore 

15 

15 
15 
11 

40 
40 

10 
10 

80 
80 

24 

24 
24 
24 
22 

90 

90 

95* 
104 
94 
95 
95 
95 

ino 

98 

100 

100 
100 
95 

(e)115 

42 

Fraser  &  Chalmers  and  Union  Iron 
Works,  on  soft  ore 

42 

Ball,  on  middlinfs^s 

48 

Fraser  &  Chalmers 

40 
39 

10 
7 

7 
7 

4*' 

"■  80  ' 
24 

'iriR 

44 

Leavitt 

(r 

gl,08l 

25 

260 
150 

45 

Ball 

46 

Ball 

15 

18 

20 

1 18,20 

20 

.... 

26 
28 
26 
26 

24 
24 
24 
24 
24 

100 
100 
100 
100 
100-105 

(h) 
ih) 

100 
238 
275 

1 

175 
SfiO 

46 

Cu vahoea 

46 

Allis 

42 
42 
43 

10 
10 
10 

.? 

800 
800 

47 

Mils 

48 

AlUa 

275 

5^ 

800 
210 

'ii 

Ball 

(a)  The  work  of  the  stamps  may  vary  25,  or  even  .50,  tons  from  day  to  day,  so  that  there  mav  be  a  slifrht 
conflict  between  some  of  these  figures  and  those  stated  elsewhere  in  the  book  (6)  Accidentally  only,  (c)  Bv 
pulley.  (d>  Upper,  21  ^;  lower,  14  Inches,  (c)  This  is  for  the  upper  cylinder:  the  lower  is  45  to  65  pounds.  (/) 
By  pulley  once  in  six  strokes,  (g)  C.>grs:in,to  in  1886.  (h )  By  pulley  once  In  50  strokes.  (f>  Three  stamps  are  20 
inches  and  two  are  18.    (j)  Atlantic,  quoted  from  Sharpless.*^ 
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retarded  motion  at  both  ends  of  the  cylinder.     The  Fraser  &  Chalmers  cuts  off 
at  20  to  30%  on  the  down  stroke  and  33%  on  the  up  stroke. 

Details  of  steam  cylinders  are  given  in  Table  70.  The  details  of  the  valve 
actions  showing  the  times  at  which  the  valve  motions  occur  are  given  in  Table 
71. 

TABLE  71. — DETAILS  OF  VALVE  ACTION. 


42 


DetAga  of  Stamp. 


Fraser  A  Chalmers  and 
Union  Iron  Works,  on 

hard  ore 

rmaer  &  Chalmers  and 
Union  Iron  WorKS,  on 

soft  ore. 

42|BaU,  on  middJines. 
48lFraapr  &  Chalmers 

I.«avitt(6) 

Ball(&) 


44 

46 


46  Cuyahoga 


AUi 


yaho 

lis... 


47A]lis.. 


All  18  (h\ . 


Kind  of 
Valves. 


Rotary. 


Rotary. 
Slide. 
Rotary. 
Grid-Iron. 
Slide. 

Slide  (like  Ball). 
Balanced  piston. 
Balanced  piston. 
(d) 


Upper  End. 


hi 


93 

88 


(a)  End 

45 

49 

83 


End. 
End. 


E»irt. 


98 
61 


67 


Lower  End. 


p» 


H 


11 


(a)  End 

'^ 

17 
17 


(e) 


(c) 
End. 


End. 


(c) 
End. 


End. 


(a)  Steam  is  throttled  for  the  whole  stroke  and  there  is  no  expansion,  (b)  The  values  for  these  stamps 
are  calculated  from  the  indicator  cards.  Figs.  88, 84, 86, 86^  87.  (c)  There  is  an  almost  constant  pressure  in  tne 
lower  part  of  this  cylinder  all  the  time,  (d)  Four  balanced  piston  and  one  rotary,  (e)  Wire  drawn  from  19)( 
to  4S9jt  of  up  stroke. 


§  113.  Safety  Devices. — As  these  machines  have  no  crank  and  connecting 
rod  to  stop  the  motion  at  the  two  ends  of  the  stroke,  other  means  besides  the 
steam  cushions  already  mentioned  must  be  provided^  to  prevent  the  piston  from 
going  too  far. 

In  the  Ball  stamp  (see  Fig.  74),  the  lower  portion  of  the  steam  cylinder  is 
counter-bored  to  about  0.32  inch  larger  diameter  than  the  remainder,  and 
there  is  an  extension  below  the  port  opening  into  which  the  stamp  can  enter  and 
it  acts  as  a  dash  pot.  This  will  stop  the  stamp  in  case  the  mortar  gets  empty. 
This  counter-bore,  however,  seriously  increases  the  clearance.  For  the  upper 
end  of  the  stroke  (see  Fig.  65),  a  guard  is  provided  by  a  buffer  on  the  upper  side 
of  the  coupling  and  an  elastic  cushion  on  the  cross-bar  above  to  receive  it,  in 
case  the  steam  cushion  fails  to  stop  the  upward  motion. 

The  Leavitt  stamp  has  a  plunger  and  dash  pot  (sc-  Fig.  79),  3  feet  diameter, 
3f  inches  deep,  at  the  coupling  between  the  piston  rod  P  and  the  stamp  shaft  S, 
which  arrests  the  upward  movement,  and  beneath  the  small  cylinder  (see  Fig.  75), 
there  is  a  cup  or  extension  into  which  the  small  piston  can  enter  and  act  as  a 
dash  pot  in  case  the  mortar  gets  empty  and  the  stamp  tends  to  fall  too  far. 
Neither  of  these  dash  pots  adds  to  clearance. 

In  the  Allis,  the  Fraser  &  Chalmers,  and  Union  Iron  Works  stamp,  the  danger 
of  breakage  is  averted  by  a  bonnet  on  the  flange  at  the  upper  end  of  the  stamp 
shaft.  In  this,  the  flange  on  the  piston  rod  plays  between  rubber  cushions 
above  and  below  (see  Fig.  80).  The  rubber  cushion  for  the  downward  thrust 
is  4  inches  thick  and  11  inches  diameter;  that  for  the  return  is  an  annular  disc 
2J  inches  thick,  11  inches  outer  diameter,  5  inches  inner.  Half  an  inch  clear 
space  is  left  around  these  two  rubber  springs.  In  the  walls  of  the  Allis  cylinder 
(see  Fig.  78),  at  its  lower  end,  are  eight  vertical  grooves  1  inch  deep,  4  inches 
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wide,  11}  inches  high,  which  give  the  effect  of  the 
counter-bore  of  the  Ball  stamp,  and  stop  the  ma- 
chine if  the  rock  in  the  mortar  gets  too  low.  The 
piston  is  10  inches  thick.  The  Fraser  &  Chalmers 
uses  a  steam  cushion  in  the  lower  end  of  the  cylin- 
der. 

114.  Thb  Stamp  Shaft,  Pullet  and  Guides. 
he  haft  of  the  AUis  stamp  is  shown  in  Fig.  80. 
In  all  designs  of  stamps  the  shaft  is  about  8  inches 
in  diameter,  serving  to  give  weight  to  the  blow.  In 
every  instance  it  has  a  dash  pot  or  bonnet  connec- 
tion with  the  piston  rod  above,  and  is  widened  to 
a  foot  or  hub  below,  which  is  of  the  same  cross- 
section  as  the  shoe.  On  the  under  surface  of  the 
foot  is  a  dovetail  mortise  curved  on  one  side,  into 
which  .e  tenon  of  the  shoe  is  keyed.  The  shaft 
has  two  keyways  in  which  slide  the  feathers  of  the 
rotating  pulley.  In  the  Allis  stamp  these  are  }X 
fX66  inches.  Table  72  gives  details  of  stamp 
shafts  and  their  life.  The  wear  is  chiefly  at  the 
foot.  In  Mill  48,  the  foot  wears  away  on  the 
shoulder  from  13  inches  high  at  the  start  to  6 
inches  at  the  end  of  its  life.  The  shaft  itself  also 
becomes  worn  down  somewhat  in  diameter.  It 
goes  by  cracking  either  in  the  stem  or  in  the  foot. 
The  later  designs  have  the  shafts  made  larger  near 
the  foot  and  the  foot  made  higher. 

On  the  shaft,  between  the  stamp  shaft  guides, 
there  is  a  little  loose  flanged  pulley  through  the 
bore  of  which  the  stamp  shaft  moves  up  and  down. 
There  are,  however,  two  grooves  in  the  stamp  shaft 
and  two  feathers  fixed  to  the  pulley,  which  force 
the  stamp  to  turn  with  the  pulley.  A  belt  driven  slowly  by  the  mill  engine 
turns  the  pulley  once  in  four  blows  of  the  stamp,  or  less  often  as  shown  in 
Table  70.  This  pulley  is  sometimes  omitted  from  the  Fraser  &  Chalmer^s 
stamp,  which  revolves  therefore  only  accidentally. 


FIG.  80. — stamp  shaft  and 

SHOE  OF  THE  ALLIS  STAMP. 


TABLE  72. — ^DETAILS  OF  STAMP  SHAFT. 
AhbrevlationB.— Ft.=feet;  In.=inche8;  Lb«.=pound8:  No.=number. 


Mill 
No. 

Desig:n  of  Stamp. 

Weight. 

Material. 

Life. 

Wameter. 

In. 
(a)  8 
(a)  8 

Length. 

Diameter 
of  Flange. 

42 

Fraser  &  Chalmers,  Union  Iron 
WorlcR   Hall           

Lbs. 

Years. 

Ft.  In. 

In. 

4S 

Steel. 
Knipp  cru- 
cible steel. 

4 

44 

IjOtMtU                    •  •  •  • 

(o)  2,600 

8,200 
8,600 

18    1 

20 

46 

Ball                             

46 

Ball,  Cuyahoga,  Allis 

Steel. 

2 
2 

8 
8 
8 

47 

12  10              ICU 

48 

Allis....'.' 

8.606 

Steei. 

12  10 

i<41 

(a)  This  shaft  has  a  4-inoh  hole  bored  through  its  center, 
years,  both  from  flaws. 


(b)  Two  shafts  out  of  five  have  broken  in  &▼• 


The  guides  (see  Figs.  65-68)  are  simply  babbitted  boxes  in  which  the  stamp 
shaft  makes  its  journey  up  and  down.  They  are  supported  on  heavy  cross-bars 
on  the  main  frame. 

§  115.  Floors,  Bins,  and  Feeding  Arranoements. — There  are  usually 
four  floors  for  operating  these  stamps  (see  Fig.  65).     The  upper  gives  means 
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to  tend  the  cylinder  and  valve  mechanism.  The  second  is  for  the  dash  pot  or  bon- 
net. The  third  is  the  feeding  floor  for  water  and  rock,  and  also  for  the  guides 
and  rotary  pulley.     The  fourth  is  to  tend  the  screens  and  conveying  launders. 

To  the  rear  of  the  stamp  is  placed  a  bin,  which  at  Lake  Superior  holds  rock 
sufficient  for  over  14  hours'  feeding.  It  is  supplied  from  a  track  above  it  and  the 
bottom  slopes  three  ways  toward  tne  discharge  gate. 

A  chute  is  provided  to  convey  the  rock  from  the  gate  to  the  stamp.  This  chute 
slopes  at  an  angle  such  that  the  rock  will  either  ju&t  slide  or  just  not  slide.  Mill 
48  wets  the  rock  in  this  chute  to  make  it  run  easier.  The  head  feeder  (man  who 
feeds  the  stamp)  therefore  simply  allows  the  rock  to  move  when  the  stamp  needs 
it,  or  pushes  it  forward  with  but  little  exertion.  The  chute  also  gives  oppor- 
tunity to  pick  out  high-grade  rock  for  smelting  direct,  and  chips  of  wood,  rope 
ends  and  such  fiber-making  materials  as  interfere  with  the  washing,  and  thus  to 
prevent  them  from  getting  into  the  stamp  screens  and  classifier  spigots. 

An  indicator  bell  is  struck  by  the  flange  of  the  stamp  shaft  when  the  rock  gets 
to  its  low  limit  and  it  is  time  to  feed  more.  This  indicator  is  kept  at  the  same 
height  throughout  the  life  of  a  -shoe  and  die. 

§  116.  Discharge. — The  flow  of  the  sand  and  water  through  the  screens  is 
increased  by  the  swash  and  splash  of  the  stamp.  Steam  stamps  give  a  greater 
splash  than  the  gravity  stamps,  not  only  because  they  are  wider,  heavier,  and 
swifter,  but  they  are  lifted  above  the  level  of  the  water  at  every  stroke.  A  stone 
dropping  in  water  stirs  the  mud  when  it  reaches  the  bottom.  A  stone  dropping 
into  water  makes  a  great  splash  and  wave  on  the  surface  in  addition  to  stirring 
the  mud  below. 

The  height  of  discharge,  so  important  in  the  gravity  stamp  mill,  is  also  of  in- 
terest here.  In  Mill  44,  the  edge  of  the  mortar  is  13i  inches  above  the  new  die, 
and  if  the  edge  of  the  screen  frame  is  2^  inches  wide  then  the  height  of  discharge 
is  16  inches  above  the  new  die.  If  the  die  wears  down  from  8  inches  high  to  4 
inches  high,  this  will  make  the  height  of  discharge  20  inches  above  the  worn-out 
die.  Again,  if  6  inches  of  rock  are  always  kept  on  the  surface  of  the  new  die, 
then  the  height  of  discharge  above  this  surface  will  be  10  inches,  and  this  level 
will  remain  the  same  with  the  old  die  when  10  inches  of  rock  will  be*  upon  its 
surface. 

The  area  of  discharge  is  shown  in  Table  64.  In  Mill  44,  with  four  screens 
and  four  panels  (8|X44  inches)  in  each  screen,  the  total  screen  area  is  5,984 
square  inches.  This  has  T^'i^^^h  holes,  f  inch  center  to  center,  laid  out  in  rows 
at  right  angles,  making  19.63%  holes,  or  1,175  square  inches  of  opening.  If 
the  screen  holes  were  laid  out  in  rows  at  60°  (see  §  147),  they  would  have  22.67% 
or  1,357  square  inches  of  opening.  If  two  of  these  screens  were  blanked,  causing 
the  stamp  to  discharge  on  two  sides  only,  then  the  gross  screen  area  would  be 
2,992  square  inches,  and  the  square  inches  of  opening  would  be  587.  This  last 
area  of  opening  is  about  the  running  average  of  most  of  the  stamps.  Coggin 
proved  that,  under  precisely  the  same  conditions  in  other  respects,  discharging  on 
four  sides  added  7%  increase  of  capacity  over  discharging  on  two  sides. 

§  117.  Wateb  Used. — The  amounts  of  water  used  are  given  in  Table  70.  An 
increase  of  the  quantity  of  water  will  increase  to  some  extent  the  capacity  of 
stamps,  by  removing  at  an  earlier  moment  the  grains  ready  to  depart  from  the 
mortar.  The  increase,  however,  is  liable  to  give  great  embarrassment  in  the  mill 
below,  where  the  washing  machinery  will  be  called  upon  to  handle  the  resulting 
increased  quantity  of  water.  The  argument  for  much  water,  provided  the  wash- 
ing machinery  could  handle  it  satisfactorily,  would  be  exactly  opposite  in  the 
case  of  the  brittle  sulphides  of  copper  from  what  it  would  be  with  the  native 
copper  rock,  for  in  the  former  a  particle  of  soft  sulphide,  left  to  receive  another 
blow,  may  be  made  wholly  into  slimes,  while  with  native  copper  the  thin  leavop. 
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flakes^  and  arborescent  forms  need  a  little  more  stamping  to  break  them  up  to  a 
state  in  which  gravity  will  act  properly,  even  at  the  expense  of  some  sliming. 

It  will  be  interesting  to  compare  the  amount  of  water  used  in  these  stamps 
with  that  in  the  gravity  stamps.  The  average  quantity  of  water  used  for  gravity 
stamps  in  21  mills  in  Table  135  is  6.68  tons  water  to  one  ton  of  ore.  The  water 
quantity  used  by  the  steam  stamps,  for  the  crushing  only,  is  a  little  less  in  the 
case  of  two  mills  and  about  four  times  as  great  in  the  case  of  a  third. 

§  118.  Capacity  of  Steam  Stamps. — The  figures  on  this  as  obtained  from 
the  mills  are  given  in  Table  70.  The  capacity  is  greater  in  those  mills  which 
crush  soft  amygdaloid  rock  than  in  those  which  crush  hard  conglomerate.  The 
capacities  for  all  the  mills  except  38,  42  and  43  are  under  the  condition  of  crush- 
ing through  a  ^^-inch  (4.76  mm.)  round  hole.. 

Experiments  made  on  hard  conglomerate  rock  of  Mill  48  gave  results  shown 
in  Table  73.     In  the  first  two  of'  the  tests  the  pulp  that  issued  from  the  mortar 

TABLE  73. — capacities  OF  STEAM  STAMP  ON  ORE  OF  MILL  48. 


Size  of  Screen  in 

Size  of  Trommel 

CapadtTof  Stamp 
per  84  Hours,  (a) 

Copper  in  Tailings 

Mortar 

Hole. 

of  Mill. 

Inches. 

Inches. 

Tons. 

% 

A  round. 

None. 

841 

0.684 

?£     ** 

None. 

875 

0.666 

X     •• 

;<, 

846 

0.616 

f/s       *• 

;^r 

896 

0.617 

JL      ** 

\< 

884 

0.618 

7%        *' 

N- 

427 

0.085 

JL      ** 

i 

439 

O-.'iSS 

Mxk  slot. 

4 

481 

0.539 

Az^  slot. 

U 

408 

(6)0.56 

(a)  This  does  not  include  the  returned  oyersize  of  the  trommeL    (6)  In  this  test  there  was  a  great  deal  of 
choking  in  the  jigs  by  long  pieces  of  rock. 

passed  directly  to  hydraulic  classifiers  and  thence  to  jigs  as  in  the  usual  scheme 
of  Lake  Superior  mills.  In  the  rest  of  the  tests,  however,  the  pulp  from  the 
mortar  passed  first  to  a  little  hydraulic  classifier  with  one  spigot.     This  took 


Top  of  f ollwtroke 


OLD  BALL  STAMP. 
So.  Mroket  per  minute:  K 
Time: 
a,  fo  «,       '.03S  of  I  tee. 
a,  fo  6.       '.lis  "  **  " 
a,  to  c,       .itl  "  **  " 
^o,  to  d,  eqiuU  to  a  stroke 
ofSlH'  .17oflwc 
<7.1L=12'.06ofleec. 
Equal  to  a  velocity  of 
t«,!*fbetperMe. 


K 


FuU  stroke  U 


<te 


O  Bottom  of  full  stroke 

FIG.  81. — INDICATOR  CARDS  AND  VELOCITY  CARD  OF  OLD  BALL  STAMP. 


out  of  the  total  pulp  only  a  small  percentage  as  a  spigot  product  consisting  of 
rich  copper  concentrates.     The  remainder  went  over  as  overflow  to  a  trommel 
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with  J-inch  holes.  The  oversize  of  this  trommel,  amounting  to  about  20%  in 
the  case  where  a  iV  -inch  screen  is  used  in  the  mortar,  was  returned  to  the  mortar 
by  an  elevator.  The  undersize  of  the  trommel  passed  to  the  classifiers  and  jigs 
as  in  the  old  scheme.  The  table  shows  not  only  an  increased  capacity  by  the 
new  scheme  but  also  a  decrease  in  the  copper  lost  in  the  tailings  of  the  mill. 
On  soft  amygdaloid  rock  of  Mill  46,  using  a  yV  -inch  round  hole  screen  in  the 
mortar  and  a  ^-inch  trommel,  the  capacity  was  487  tons  in  24  hours  and  the 


Teed  dote* 


r.  ■  Murr  "- '-  * orU»d«^^M  to  «•»*■_ 


N&tiUinpofmaiM' 
Boiler  prearara  96  Ifaa.  per  iq.  in. 
Vacmmi  U\  ia.  of  mcrcniy  (12H 
Strokee  per  minate  101. 
Area  of  card  6.38  aq.  in. 
Lenfftliofcard4.1MiB. 
Averace  height  Lilt  in. 
Scale  of  qprinff  60.      . 


Iba.  per  eq.  in.) 


Mean  effective  piuMure  70.90  Iba.  per  aq.  i 
Mean  preseora  ia  lower  cjllnder  M.86  '* 


Atinoepheric  line. 


FIG.  82. — INDICATOR  CARD  OF  LEAVITT  STAMP. 


percentage  of  copper  in  the  mill  tailings  was  0.196.     The  mortar  used  was 
round,  that  is,  cylindrical,  having  a  curved  screen.* 

§  119.  Power  and  Efficiency. — From  the  indicator  cards  given  in  Figs. 
81,  82,  84,  85,  86  and  87,  and  the  data  given  in  Table  70  the  horse  powers  have 

TABLE  74. — POWER  FOR  STEAM  STAMPS. 


mnor 
Authority. 

mod  of 
Stamp. 

Indicated  Horse  Power. 

Up  Stroke. 

Down  Stroke. 

Total. 

Coggn." 

44 

48 

Old  Ball 

NewBaU 

Leavitt 

AUis. 

84 
86 
46 
(» 

47 

68 

(0)108 

lOO 

81 
86 
149 
171 

power 
tbenp 


(a)  The  total  of  the  upper  end,  calculated  from  the  card  in  Fifc.  88,  is  149  horse  power,  but  of  this,  46  horse 
rer  is  used  in  oompresnng  steam  in  the  lower  cylinder  and  receiver  and  la  used  later  for  lifting  the  piston  on 
upstroke. 

been  computed  and  are  given  in  Table  74.  Fraser  &  Chalmers  estimate  3  horse 
power  for  moving  the  valves  and  rotating  the  stem.  The  Allis  balanced  valve 
would  probably  nse  much  less  than  the  slide  valves.  It  should  be  noted  here 
that  the  indicated  horse  power  does  not  take  account  of  clearance,  which  increases 
the  steam  consumption  and  which  is  largest  in  the  Ball  stamp  and  least  in  the 
Leavitt. 

Tables  75  and  76  show  the  relative  efficiency  of  the  various  types  of  steam 
fitamps  with  respect  to  the  weight  acting  per  square  inch  of  shoe  area,  the  tons 
cnished  per  horse  power  per  24  hours,  the  velocity  at  the  time  of  striking  the 

*  SInoewTttiiig  the  above  the  new  «yitem  has  been  introduced  into  the  new  Osceola  mill  and  into  the  new 
Arcadian  miO. 
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a  Time  <» 

FIO.  83. — VELOCITY  CARD  OF  THE  LEAVITT  STAMP. 


Ho.  8  ilMBp  of  mill  Mw 

Anm  of  OMd,  A.1M  •«.  InahM. 

Length  of  caH,  3.771  ladMi. 

^Twaco  bolgbt,  LM7S  indiML 

Sodoof^prfacM. 

Keui  effoeUvo  prBMori^  tt.S7  lb*,  por 


Fia.  84. — INDIGATOB  CARD  OF  THE  NEW  BALL  STAMP^  UPPER  END. 


TClte. 


No.SiUmpornaiM. 

Area  of  cbH,  18S  •«.  inclica. 

Length  of  cnrd,  S.6V  inchen. 

Aveng*  heiiHit,  a7SM  Inchoe. 

Scale  of  Spring.  60. 

Meaa  effsefif*  piaaenia,  a6bM  lb*,  per 


Feed 


Atmoepherlo  line 
FIO.  85. — INDICATOR  CARD  OF  THE  NEW  BALL  STAMP,  LOWER  END. 
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-iMlba. 


FIG.  86. — INDICATOR  CAKD  OF  THE  ALLIS  STAMP^  UPPER  END. 


T 


No.lsUanpofmiU48 
Am  of  eud  8.496  Ml.  IneliM. 
LeBcth  of  oud  &«»  iBchM. 
AvetB<«  heifht  0.M1  isehM. 
BodoofipriacM. 
Mem  affective  yiaeiure 
'SAJ6Ilw.perM).liialk. 


^(FeedopeM 

^cloeee 


FIQ.  87. — INDICATOR  CARD  OF  THE  ALLIS  STAMP,  LOWER  END. 


TABLE 

75. — EFFICIENCY  OF  STEAM   STAMPS. 

Mill  or 
Antliority. 

Design  at  Stamp. 

Comitate  Striking 

Area  of  Shoe. 

Weight  of  Stamp 

per  Square  Inch 

ofSoeArea. 

Capacity  per  24 

Hours  per 
Hone  Power. 

48 

Pniw»r  A  Chalmers 
Leavitt 

PDundB. 
8,600 
6.800 
6,000 
6,885 
6,410 
6,570 
6,570 
4.500 

Square  Inches. 

Pound& 

Tbns. 

44 

885.68 

18.66 

1746 

4S 

Rail 

Ball 

46 

885.68 
885.68 
885.68 
885.68 

18.83 
18.97 
10.60 
10.60 

1786 

46 

Ouvahofira 

46 

ATlis...^..... ...... 

1.764 

48 

Al?l« 

GOKdn.i* 

OMB«ll 

i.868 

TABLE  76. — ^EFFICIENCY  OF  STEAM  STAMPS. 
Abbreriatlons.— Ftsfeet;  IjbB.=pounds;  Sec. sseoonds;  Sq.ssquare. 


mil  or 

Author. 

ity. 

Stamp. 

Velocity 
when 

Striking 
Blow. 

Virtual 

Stamp. 

Energy 

of 
Blow. 

(o) 

Energy  of 
Blow  per 
Sa.Inchof 
Shoe  Area. 

Momentum  per 

Square  Inch  of 

Shoe  Area. 

(b) 

Effldency 

of 

Stamp. 

47 
Oo«In. 

Learitt 

Old  Ball.... 

FL  per  Sec. 
80 
16 

Feet 
6.21 
8.06 

Lbs. 
6,800 
4,500 

Foot  Lbs. 
88,018 
17,010 

Foot  Lbs. 
115.28 

8n.06 

% 

69.61 
68.74 

(a)ObtafaMdby  multiplying  the  weight  by  the  yirtual  height  of  fall.  (5^  Obtained  by  multiplying  the 
VBiftht  br  the  ^nslocity  of  striking  the  blow,  (e)  Calculated  by  dividing  the  energy  of  the  blow  in  foot  pounds 
Dy  the  indicated  foot  pounds  of  up  and  down  stroke. 
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blow,  the  virtual  height  of  free  fall  which  would  be  necessary  in  order  for  the 
stamp  to  acquire  this  velocity,  etc.  The  column  of  efficiency  in  Table  76  in 
one  way  does  not  do  the  Ball  stamp  justice,  because  the  modern  Ball  uses  higher 
steam  pressure,  and  would  therefore  have  higher  velocity  and  possibly  higher 
efficiency.  But  on  the  other  hand,  when  we  consider  that  the  Ball  stamp  has 
very  high  clearance  and  the  Leavitt  very  low,  if  this  was  included  in  the  compu- 
tation the  disparity  would  be  much  greater.  Coggin*®  in  1886  stated  that  the 
saving  in  fuel  of  the  Leavitt  over  the  old  Ball  was  10%  and  the  gain  in  capacity 
was  ; 


TABLE  77. — EFFICIENCY  OF  STEAM   AND  ORAVITt   STAMPS   COMPARED. 


Calif oraiA  stamps  ia\. . 
Colorado  stamps  (&)... 
LesTitt  stoam  stamp. . 


Weight  of 

Stamp  per 

Square 

Inch  of 

Shoe  Area. 


Lbs. 
15.88 
18.96 
18.55 


Velocity 
when 

Striking 
Blow. 


Ft.  per  See. 
S.06 
8.97 
90.0 


Height,  or 

Virtual 

Height  of 

Fall. 


Inches. 
6.85 
15.0 
74.5 


Energy 

of 
Blow. 


Foot  Lbs. 

067 
8S,018 


Energy  of 

Blow  per 

Square 

Inch  of 

Shoe  Area. 


M<nnentum 
per  Square 

Inch  of 
Shoe  A.rea. 


Foot  Lbs. 
8.48 
17.27 
115.8 


01.60 
184.82 
371.05 


Capacity 
per  £4 

Hours  per 
Horse 
Power. 


1.79 

(c)l.« 
1.745 


(a)  Average  of  84  mills  from  Table  133.    (b)  Average  of  two  mills  from  Table  188.    (c)  Only  one  mill  gnr^ 
capacity. 


In  Table  77  are  given  comparative  figures  of  California  gravity  stamps,  Colo- 
rado gravity  stamps  and  the  Leavitt  steam  stamp,  which  is  the  only  one  on 
which  the  author  has  complete  figures.  The  table  shows  close  agreement  be- 
tween the  gravity  and  steam  stamps  in  weight  per  square  inch  in  pounds,  and 
also  in  tons  crushed  per  24  hours  per  horse  power,  but  the  other  columns  show 
the  great  power  of  the  steam  stamp  blow.  The  great  difference  in  the  sizes  of 
material  treated  by  the  two  machines  should  be  borne  in  mind  in  comparing 
tons  crushed  per  horse  power.  The  California  stamps  are  crushing  to  about 
^ff  inch  (0.7  mm.)  while  the  steam  stamps  are  crushing  to  -^  inch  (4.76  mm.) 

§  120.  Cost  of  Crushing  by  Steam  Stamps. — An  approximate  idea  of  cost 
may  be  obtained  from  studying  Table  78.  As  the  cost  will  vary  more  or  less 
according  to  the  conditions,  it  is  clear  that  too  much  reliance  should  not  be 
placed  on  these  figures.  Two  columns  are  given,  one  for  soft  amygdaloid  rock, 
and  one  for  hard  conglomerate  rock. 

Douglas^*  gives  for  the  Atlantic  mill  in  1892,  the  cost  of  25.09  cents  for 
stamping  and  washing  a  ton  of  rock. 

Goodale**  states  that  the  cost  of  crushing  by  steam  stamps  is  much  less  than 
with  breakers  and  rolls  when  trommels  and  elevators  are  taken  into  account. 

§  121.  Clean  Up. — In  the  mills  stamping  native  copper  it  is  customary  to 
clean  out  the  mortar  as  soon  as  small  masses  of  copper  have  collected  enough  to 
cause  sliming  and  loss  of  copper.  The  small  mass  copper  which  has  been  hand 
picked  from  the  feed  chute  and  has  rock  adhering  to  it,  is  fed  into  the  mortar 
just  before  cleaning,  to  sever  the  rock  from  it.  The  stamp  is  then  stopped  and 
held  at  the  top  of  its  stroke  while  the  screen  is  removed  and  the  accumulation 
called  cover  work  is  taken  out.  The  periods  at  which  cleaning  up  occurs  are  as 
follows:  Mill  44,  12  hours;  Mill  45,  periodically ;  Mill  46,  8  hours;  Mill  47,  6  to 
12  hours;  Mill  48,  3  days  (when  shoe  is  changed). 

§  122.  Uses  for  which  Steam  Stamps  are  Adapted,  and  Quality  of 
THEIR  Work. — These  machines  are  the  most  powerful  crushers  known.  For 
rock  carrying  native  copper  they  seem  indispensable,  even  though  they  slime  a 
great  deal  of  copper.     For  crushing  brittle  ores  preparatory  to  jigging,  engineers 
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are  generally  of  the  opinion  that  they  slime  the  ore  too  much.  The  stamps 
are  used^  however,  on  brittle  ores  in  three  mills,  (38,  42  and  43)  ;  of  these,  Mill 
43  has  just  been  rebuilt  to  use  rolls  for  crushing,  Mill  38  seldom  uses  the  stamp. 


TABLE  78. — ESTIMATED  COST  OF  CRUSHING  BY  STEAM  STAMPS. 


Average  Cost  per  Ton  Crushed. 

On  Amygdaloid  Rock. 

On  ConglomerAte 
Rock. 

TiAbor  M) 

Cents. 

i.eoo 

18.168 
O.IW 
0.47B 
0.064 
0.041 

O.on 

0.886 
1.639 

Cents. 
1.646 

18.168 
0.866 
8.8S0 
0.118 
0.088 
0.108 
0.886 
1.689 

Power  \b) 

ScreeD8(e) 

Shoes  (d) 

Dies  (d) 

RlDg8(d). 

Staves  {d) 

Repairs  (e) 

Water  (/) 

Ttotal 

16.566 

18.878 

pound  and 


(o)  Labor  Is  baaed  on  the  Atlantic  miU>«,  where  about  18  men,  who  are  probably  paid  an  average  of  $8 
per  shift,  are  required  to  run  Ave  stamps.  From  Table  70,  five  stamps  wlU  treat  about  1,500  tons  of  anoygda- 
iQid,  or  about  1.800  tons  of  conglomerate  per  84  hours.  (Jb)  Power  from  Kent*  is  assumed  to  cost  $66.78  per 
horse  power  per  year  of  806  days  of  84  hours  each.  Table  75  shows  that  the  stamps  treat  an  average  of  1.784 
^  per  84  hours  per  horse  power,  (c)  For  screens  the  unpunched  steel  plate  is  assumed  to  cost  4  cents  per 
Dd  and  punching  to  cost  35  cents  per  square  foot  Screen  area  and  life  are  taken  from  Table  61,  being  an 
rage  of  Mills  44  and  48  for  conglomerate  rock,  and  of  Mills  45,  46,  47  and  the  Atlantic  for  amygdaloid, 
(d)  Gross  wear  of  shoes,  dies,  rings  and  staves  in  pounds  per  ton  crushed  is  taken  from  Tables  66,  67,  (W  and  69, 
Mills  44  and  48  for  conglomerate  and  Mills  46,  46  and  47  for  amygdaloid.  The  oost  is  figured  by  assuming  the 
new  parts  to  cost  4  cents  per  pound  and  allowing  nothing  for  the  worn-out  parts,  (e)  Repairs  are  estimated  to 
amount  to  about  $800  per  year,  and  an  average  stamp  b  estimated  to  crush  about  78,000  tons  per  vear.  (/) 
Pumping  is  estimated  from  Kent's*  figures  to  oost  $46  per  horse  power  per  year  of  806  days  of  84  "^ 
each,  and  it  Is  further  aasiimed  that  86  tons  of  water  are  lifted  100  feet  for  every  ton  of  ore  stamped. 

•  Kent's ''  Mech.  Eng.  Pocketbook,"  p.  790. 
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and  Mill  42  settles  the  whole  of  its  fine  overflow  slimes  as  smelting  ore.*  Table 
79  shows  to  what  extent  the  ore  is  slimed.  It  is  interesting  to  compare  this 
sizing  test  with  that  of  the  same  ore  in  §  97  crushed  by  breakers  and  rolls. 

TABLE   79. — SIZING  TEST  ON   BUTTE   ORE   CRUSHED  BY   STEAM    STAMPS**. 


Weight 

Analysis 
for  Silver. 

Analysis 
for  Copper. 

Analysis 
forOangue 

Oz.perTon 

t 

% 

Tlirough4.     on  8.8  mm 

8.40 

8.0 

8.8 

07.8 

M    " 

8.8  on  8.0     "  

8.22 

9.0 

8.5 

68.4 

M 

8.0  on  1.4      "  

8.22 

10.8 

61.4 

W 

1.4  on  1.0     "  

9.12 

10.88 

58.8 

»• 

1.0  on  0.6      "  

8.85 

9.98 

57.8 

U 

0.6  on  0.48    *♦  

7.7t 

10.8 

68.0 

M 

0.48onO.S6    **  

9.66 

11.9 

49.1 

•« 

0.86on  0.18    "  

6.84 

14.1 

46.7 

M 

0.18 

89.58 

18.9 

46.8 

These  large  steam  stamps  have  not  proved  successful  for  stamping  gold  ore. 
A  seven  months*  trial  at  the  Black  Hills®  ■"**  *®  showed  that  the  stamp  crushed 
too  fast  for  the  number  of  plates  with  which  it  was  provided,  also  that  the  jar 
from  the  stamp  loosened  the  amalgam  on  the  plates;  but  the  former  difficulty 
could  have  been  overcome  by  centrifugal  pumps  and  banks  of  plates  and  the 

*  Since  writing  the  above  the  steam  stamps  have  been  taken  out  of  Mills  88  and  48,  and  the  crushing  is 
done  by  breakers  and  rolls.    Mill  48  will  probably  follow  suit. 
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latter  by  suitable  framing.  The  stamp  used  had  an  11-inch  cylinder,  and 
22-inch  stroke,  made  96  strokes  per  minute  and  used  900  gallons  (3.75  tons) 
of  water  per  ton  of  ore.  The  steam  pressure  was  85  pounds  per  square  inch 
and  the  capacity  was  125  to  136  tons  per  24  hours,  crushing  through  a  No.  7 
needle  (0.024  inch)  slot  screen.  With  a  steam  pressure  of  110  pounds  tlie 
capacity  rose  to  192  tons  per  24  hours.  The  screen  lasted  six  days.  A  finer 
screen  caused  the  ore  to  bank  in  the  battery  and  break  the  screen.  On  account 
of  scouring  action  no  inside  plates  could  be  used.  The  outside  plates  were  12 
feet  long,  4  feet  wide,  and  sloped  IJ  inches  per  foot.  The  capacity  per  unit 
of  fuel  was  the  same  as  with  the  Homestake  (gravity)  stamp,  but  the  latter 
crushed  finer,  which  is  to  its  advantage. 

The  suggestion  has  been  made  to  the  author  to  use  a  large  steam  stamp  to 
reduce  gold  ore,  to  say  -^  inch  in  size,  and  Huntington  mill,  or  some  similar 
mill,  to  take  the  coarser  portion  and  bring  that  down  to  gold  mill  sizes.  This 
would  make  a  much  more  compact  plant  than  the  usual  gravity  stamps. 

Small  Steam  Stamps. 

§  123.  Small  Steam  Stamps  have  been  designed  for  gold  milling  and 
prospecting.  The  special  advantages  which  they  offer  for  this  purpose  are: 
they  have  light  weight  for  transportation;  they  can  be  quickly  erected  without 
a  permanent  building  and  as  quickly  dismounted ;  on  these  accounts  they  are 
particularly  valuable  for  tiding  over  the  period  of  doubt  in  starting  new  enter- 
prises. Among  the  designs  that  have  been  brought  forward  are  the  Tremain, 
the  Sharpneck,  the  Hammond  and  the  Wood.  The  first  is  a  good  representa- 
tive of  the  class  and  will  therefore  be  described. 

§  124.  The  Tremain  Steam  Stamp  Mill  (see  Figs.  88a  and  88&),  is  a  light 
battery  with  two  steam  driven  stamps,  especially  adapted  for  proving  up  prop- 
erties, but  which  may  also  prove  suitable  for  permanent  milling.  The  informa- 
tion obtained  is  mainly  derived  from  Gates  Iron  Works  Catalogue,  No.  8. 
Sperry^"  gives  results  derived  from  a  year's  work  with  one  of  these  mills. 

The  mill  has  two  stamps  in  one  mortar,  each  weighing  300  pounds.  The 
stamp  drops  from  5  to  8  inches.  The  mortar  has  a  base  23^X21^  inches.  The 
inside  dimension  at  the  discharge  lip  is  12X20  inches,  the  outside  at  the  lip 
is  14X24  inches.  On  the  top  are  four  sockets,  into  which  four  iron  rods  are 
keyed;  upon  the  upper  ends  of  these  rods,  long  screw  threads  are  cut  and  the 
two  steam  cylinders  in  one  casting  are  held  in  place  by  lock  nuts  above  and 
below,  thus  giving  an  easy  vertical  adjustment  of  the  same.  The  casting  com- 
prising the  two  cylinders  is  hung  on  two  trunnions,  giving  it  perfect  freedom 
to  line  itself  with  the  stamp  guides  below.  Lower  down,  on  the  two  rear  rods, 
the  wooden  stamp  guides  and  the  automatic  feeder  (not  shown),  are  attached. 
For  the  latter  either  a  Hendy,  a  Tullock  or  a  special  Gates  feeder  may  be  used. 

The  shoe  and  die  are  7^  inches  diameter.  The  new  shoe  weighs  112  pounds 
and  is  9  inches  high.  The  new  die  weighs  62  pounds  and  is  5  inches  high,  with 
discharge  lip  2  inches  above  it.  This  Mr.  Sperry  raised  to  6  inches  by  a  4-inch 
chuck  block.  The  area  of  the  screens,  whicn  are  placed  at  the  ends  and  front 
of  the  mortar,  is  540  square  inches  outside  the  frames.  The  net  sizes  of  screens 
inside  the  frames  are:  One  front  screen,  12X19^  inches,  234  square  inches; 
two  side  screens,  each  12X8  inches,  192  square  inches;  total,  426  square  inches. 
The  raising  of  the  height  of  discharge  reduced  this  to  256  square  inches,  but 
did  not  materially  affect  the  speed  of  crushing.  The  screen  slopes  ll**.  Sperry 
used  a  20-mesh  iron  wire  screen  which  lasted  150  to  250  hours,  or  for  75  to  125 
tons,  when  it  would  break  along  the  lower  member  of  the  screen  frame.  The 
frame  can  then  be  inverted  and  used  until  the  other  edge  breaks.     The  shoe 
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FIG.  88a. — FRONT  ELEVATION  OF  TREMAIN  STAMP. 

FIG.  886. — SIDE  ELEVATION  OF  TREMAIN  STAMP. 
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does  the  duty  of  the  boss  and  shoe  together  of  the  California  gravity  stamp. 
The  rough  cast  conical  socket  in  the  upper  end  is  fitted  to  the  turned  coni(»l 
end  of  the  stem  by  brass  shims. 

A  collar  bolted  to  a  recess  in  the  stem  serves  to  actuate  the  feeder.  This 
collar  is  made  cup-shaped  to  keep  the  cylinder  oil  from  the  amalgam.  A  care- 
ful engineer  who  feeds  the  required  amount  of  oil — namely,  one  drop  in  three 
to  five  minutes — will  have  no  trouble  with  the  amalgamated  plates.  Cotton 
waste,  soap  chips  and  pearline,  to  catch  and  emulsify  cylinder  oil,  may  be  used. 

The  stamp  shaft  revolves  accidentally  either  way.  It  has,  however,  three  slots 
or  key  seats  with  wooden  keys  to  run  in  the  same,  to  be  used  in  case  the  stamp 
persists  in  dropping  in  one  position.  When  this  happens,  the  shaft  is  revolved 
to  the  opposite  position  and  held  there  by  the  wooden  key  until  the  difficulty  is 
overcome.  Shoes  and  dies  wear  equal  amounts  and  very  evenly.  Sperry  found 
the  wear  to  be  about  i  inch  or  10  pounds  per  100  tons.  The  available  wearing 
length  of  the  shoe  is  4|  inches,  that  is,  up  to  the  bottom  of  the  socket  for  the  stem. 

The  stamp  is  self-contained,  bolted  together  in  one  compact  part  and  has  a 
total  height  of  7  feet  6  inches.  The  piston  is  5^  inches  diameter,  with  three 
sets  of  piston  rings  to  make  it  tight;  the  rod  is  4  inches  diameter;  the  total 
striking  weight  of  piston,  stem  and  shoe  is  300  pounds  when  the  shoe  is  new. 
Each  stamp  can,  with  100  pounds  per  square  inch  pressure  of  steam,  make  200 
strokes  per  minute  of  6  inches  in  height.  The  stroke  can  be  increased  to  6J 
inches  and  decreased  to  5  inches,  and  even  less  if  necessary.  It  is  maintained 
constant  in  running  by  adjusting  the  cylinder.  The  number  of  drops  per 
minute  varies  with  the  steam  pressure  in  the  boiler.  For  a  6-inch  stroke  it  is 
as  given  in  Table  80. 

TABLE   80. — NUMBER  OF   DROPS   OF   A  TREMAIN   STAMP. 


Boiler  Pressure  per  Square  loch. 
Pounds. 

Number  of  Drops  of  Each  Stamp 
per  Minute. 

60 
HO 
100 

140 
180 

aoo 

The  two  cylinders  are  alternately  fed  with  steam  below  the  pistons,  having 
an  annular  area  of  11.19  square  inches.  As  the  lower  edge  of  No.  1  piston 
reaches  a  point  1.7  inches  from  the  top  of  its  stroke,  it  passes  a  port  into  which 
the  live  steam  rushes  and  throws  the  main  slide  valve.  The  throwing  of  thie 
valve  produces  simultaneously  the  following  actions:  (1)  It  cuts  off  the  steam 
from  the  under  part  of  No.  1  cylinder;  (2)  it  connects  the  under  part  of  No.  1 
cylinder  with  the  upper  part;  (3)  it  closes  the  exhaust  port  of  the  upper  part 
of  No.  1  cylinder;  (4)  it  opens  steam  feed  to  the  under  part  of  No.  2  cylinder; 
(6)  it  opens  the  exhaust  port  to  the  upper  part  of  No.  2  cylinder;  (6)  it  breaka 
the  connection  between  the  upper  and  under  parts  of  No.  2  cylinder.  A  differ- 
ential action  then  takes  place  in  No.  1  cylinder;  the  steam  is  pressing  down  on 
23.76  square  inches  of  surface  while  it  is  pressing  upward  on  only  11.19  square 
inches.  There  results  a  cushioning  of  the  up  stroke  followed  by  a  rapid  and 
powerful  down  stroke  in  which  the  steam  acts  wholly  expansively.  The  throw 
of  the  valve  to  admit  steam  below  No.  1  piston  is  caused  by  No.  2  piston  and  it 
takes  place  after  the  blow  is  struck  by  No.  1  piston  and  stem.  The  cycle  of 
No.  2  piston  is  precisely  the  same.  The  blow  is  said  to  be  equal  to  that  of  an 
800  or  1,000-pound  gravity  stamp  falling  8  inches. 

The  capacity  of  crushing  through  40-mesh  is  given  by  Gates  as  8  to  20  tons 
per  24  hours  according  to  the  rock,  average  10  to  15  tons  for  ordinary  quartz, 
consuming,  according  to  speed,  7  to  10  horse  power.     Gates  furnishes  either 
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10  or  15  horse  power  boiler,  but  recommends  the  latter,  to  meet  the  extra  calls 
it  may  be  asked  for,  for  example,  pumping  water  for  the  mill.  One  cord  of  good 
pine  wood  runs  it  24  hours  and  1|  miner's  inches,  or  800  gallons  of  water  per 
hour  suffice.  It  is  better  to  allow  1,000  gallons  if  it  is  to  be  had.  Sperry  found 
the  capacity  to  be  9.6  tons  on  hard  and  19.2  tons  on  soft  quartz  ore  through  20 
mesh  per  24  hours ;  he  needed  3,000  gallons,  or  12^  tons  water  per  ton  ore  when 
apron  plates  sloped  1^  inches  per  foot,  owing  to  much  iron  in  the  ore,  but  reduced 
it  to  1,000  gallons  or  4  tons  water  per  ton  ore  by  adopting  2  inches  per  foot 
slope  of  apron  plates. 

Gates  claims  that  80%  of  the  total  amalgam  is  caught  on  the  lip  plate  and  inside 
the  battery,  using  small  plates  in  the  corners.  Sperry  found  the  scour  on  these 
comer  plates  too  great,  even  when  protected  by  a  screen,  also  that  a  plate  up  on 
the  high  chuck  block  was  not  satisfactory,  so  that  very  little  amalgamation  was 
accomplished  inside  the  mortar.  Gates  now  recommends  a  plate  at  the  rear 
sloping  45**.  Sperry  found  that  he  used  2.4  cords  dry  spruce  and  pine  per  34 
hours,  or  ^  cord  of  wood  per  ton  of  ore.  This  indicates  12  horse  power  re- 
quired for  his  stamps,  but  it  could  have  beeen  greatly  reduced  if  the  boiler  had 
been  covered  with  non-conductor. 

This  stamp  mill  can  be  erected  in  four  to  eight  days.  It  is  made  in  two 
forms,  portable  or  not.  The  machine  weighs  3,300  pounds,  is  complete  in  itself 
and  only  needs  a  substantial  mortar  block. 

Sperry  obtained  from  Gimnison  (Colorado)  ore  stamped  through  20-mesh 
screen: 


Weight. 

Aflsay  per  Ton. 

Per  Cent  of  Total 

Gold. 

Silver. 

Gold. 

Silver. 

On40mesh 

rhrouffh 40  oi    00 meeh. 

Won    80     *'    

soon  100     "    

"      lOOmesh 

4.0j< 
lO.H 

48.BJ( 

$14.00 
18.00 
14.00 
16.00 
80.40 

1.00 
1.87 

18.07X 
2.88jt 
6.66)C 
6.16it 

66.70)( 

]OO.0)( 

100.00^ 

lOO.OjJ 

The  ore  by  careful  laboratory  test,  yielded  48  to  60%^  average  50%,  of 
its  gold  to  amalgamation.  The  mill  yield  ranged  from  40  to  55%,  averaging 
45%.  During  the  last  month  the  laboratory  test  yielded  52%  and  the  mill 
yielded  49.8%. 

P.aul  Hanson  and  M.  C.  Davis,  of  Wolf  Creek,  Oregon,  each  of  whom  had 
run  a  machine  for  a  year,  testify  that  there  has  been  no  expense  for  repairs, 
while  Sperry's  only  expense  during  a  year,  was  for  a  few  bolts. 

The  machine  has  to  be  properly  cared  for  in  order  to  do  good  work.  If  the 
shoes  and  dies  are  not  of  the  same  height  for  both  stems,  it  will  give  trouble. 
For  these  reasons  it  has  been  condemned  by  some  who  have  attempted  to  run  it 
in  the  careless,  go-as-you-please  fashion  which  frequently  occurs  with  gravity 
stamps. 

Pneumatic  and  Spring  Stamps. 

§  125.  These  machines  aim  to  get  the  heavy  blow  and  high  speed  of  the  light 
steam  stamps,  combined  with  the  simplicity  and  economy  of  power  of  fall  stamps 
derived  from  driving  many  stamps  by  one  engine  of  economical  design.  Power 
is  transmitted  by  crank,  connecting  rod,  cross  head,  air  cylinder  or  spring  to  the 
stamp.  They  all  seek  to  deliver  their  blows  at  high  velocity  before  the  crank 
has  reached  its  lower  dead  center,  and  partly  on  this  account  and  partly  also 
owing  to  the  variable  height  of  rock  upon  the  die,  they  require  an  elastic  con- 
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nection  between  the  cross  head  and  the  stamp  head  which  strikes  the  blow. 
The  design  of  a  satisfactory  elastic  connection  has  been  the  chief  obstacle  to  the 
introduction  of  these  stamps ;  beside,  they  all  have  high  costs  for  repairs.  They 
are  suited  for  medium  rather  than  fine  crushing,  owing  to  the  difficulty  of  using 
fine  screens  on  large  surfaces.  Brief  mention  will  be  made  of  several  varieties 
of  these  stamps. 


FIG.  89*.— 
CYLINDER 

OF  THE 
PH(ENIX 

STAMP. 


FIG.    89a. — PHCENIX    ATMOSPHERIC    STAMP. 


§  12G.  The  Phcenix  Atmospheric  Stamp. — For  many  years  a  pneumatic 
stamp  was  used  on  native  copper  rock  at  the  Phoenix  mine  of  Lake  Superior. 
Its  discontinuance  there  was  due  to  the  shutting  down  of  the  mine.  In  this 
stamp  (see  Figs.  89a  and  896),  the  stamp  heads  are  air  cylinders  with  pistons, 
the  rods  of  which  are  given  a  reciprocating  motion  in  guides  by  a  crank  shaft. 
The  motion  is  communicated  to  the  stamp  head  by  the  compression  of  the  air 
alternately  above  and  below  the  piston.  At  the  lower  end  of  the  cylinder  or 
stamp  head  is  attached  the  shoe  which  takes  the  wear.  The  mortar,  dies  and 
screens  are  mounted  much  in  the  same  way  as  in  a  California  gold  stamp  mill, 
except  that  six  stamps  are  used  in  a  mortar  instead  of  five.     The  crank  shaft 
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has  six  cranks  which  divide  equally  the  circle.  The  order  of  drop  appears  from 
the  figure  to  be  1,  6,  3,  5,  2,  4.  Each  battery  has  its  own  independent  engine 
attached  to  it.  The  cylinders  have  stuffing  boxes  above  and  are  stopped  off  air 
tight  at  14  inches  do^^^,  giving  the  piston,  which  is  4^  inches  in  diameter,  a 
cylinder  14  inches  long  in  which  to  travel.  The  whole  length  of  the  head,  with 
shoe  attached,  is  54  inches.  The  head  runs  in  guides  in  the  cover  of  the  mortar. 
The  cylinders  each  have  two  sets  of  small  holes  for  admission  and  emission  of 
air.  These  ensure  a  more  elastic  air  cushion,  increase  the  force  of  the  blow  and 
reduce  the  jar  and  noise.  The  stamp  strikes  130  blows  per  minute  and  the  six 
stamps  reduce  40  tons  of  amygdaloid  rock  in  24  hours  to  pass  through  a  A" -inch 
diameter  hole.     The  mill  is  said  to  be  expensive  in  repairs. 

Krause's  Pneumatic  Stamp. — This  stamp  was  used  at  the  Hecla  tail  house 
of  the  Calumet  &  Hecla  Co.  for  many  years  to  crush  included  grains  of  native 
copper  from  fV  ii^ch  in  diameter  down  to  iV  inch  in  diameter.  The  machine 
was  mounted  one  stamp  to  a  mortar  much  like  a  small-sized  Ball  steam  stamp. 
The  frame  consisted  of  two  strong  posts  with  cross  timbers  to  guide  the  stamp 
rod  and  cross  head,  and  at  the  top  having  a  shaft,  a  driving  pulley,  a  fiy-wheel 
and  a  crank.  The  power  from  the  crank  was  conveyed  by  connecting  rod  and 
cross  head  to  a  large  piston  playing  up  and  down  in  a  pneumatic  cylinder  some- 
thing like  12  inches  diameter  and  20  inches  long.  The  condition  of  the  lifting 
air  cushion  and  striking  air  cushion  was  regulated  by  placing  admission  check 
valves  and  emission  check  valves  as  well  as  air  cocks  in  suitable  places  in  the 
wall  of  the  cylinder,  the  idea  being  to  strike  a  hard  blow  and  at  the  same  time 
to  raise  the  cylinder  as  high  as  possible.  This  pneumatic  cylinder  was  con- 
nected with  the  stamp  rod,  which  was  widened  below  and  keyed  to  the  shoe  in 
the  same  manner  as  the  Ball  stamp.  The  capacity  of  this  stamp  was  15  to- 25  tons 
in  24  hours,  crushed  to  pass  through  a  -jV-inch  hole,  according  to  the  condition 
of  the  shoe  and  the  care  with  which  it  was  fed.  Its  best  work  was  done  with  a 
layer  ^  inch  thick  on  the  die.  This  stamp  was  finally  replaced  by  Heberli  mills, 
which  required  less  repairs  and  had  greater  capacity. 

Tub  Husband  and  Sholl  Stamps  are  of  this  class  and  are  much  like  the 
Krause  stamp.  The  Husband  stamp  has  a  constant  stream  of  water  flowing 
through  the  piston  to  keep  it  cool.  A  battery  of  four  Husband  stamps  crushed 
100  tons  of  moderately  hard  Cornish  tin  ore  in  24  hours  through  a  No.  36  screen, 
using  93.6  indicated  horse  power.  The  cost  of  repairs  for  12  months,  including 
shoes  and  dies,  was  9  cents  per  ton**. 

MoRisoN^s  High  Speed  Stamp  is  a  recent  invention  and  combines  the  prin- 
ciples of  a  pneumatic  and  gravity  stamp. 

§  127.  Spring  Stamps  replace  the  cylinder  and  piston  of  the  pneumatic  stamp 
by  some  form  of  spring.  Three  designs  of  this  class  of  stamps  are  here  noted : 
the  EUenbecker,  the  Patterson  Elephant  ore  stamp-,  and  Dunham's  spring  stamp. 

The  Ellenbecfcer  stamp  was  used  many  years  at  the  Calumet  &  Hecla  tail 
houses  for  crushing  included  grains,  -j^'i^^h  maximum  diameter,  to  about  tV^^^^^ 
diameter.  In  this,  the  flexible  connection  was  made  by  a  spring  somewhat  like 
a  carriage  spring  consisting  of  many  layers  of  rubber  belt,  wound  in  elliptical 
form.  The  difficulty  met  with  in  this  machine  lay  in  the  heating  of  the  spring, 
for,  after  it  had  been  run  a  few  hours,  it  had  to  be  stopped  to  cool  oflP.  The 
rubber  also  rapidly  deteriorated.  For  this  reason  it  was  replaced  by  the  Krause 
pneumatic  stamp. 
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CHAPTER  V. 

GEAVITY  STAMPS. 


§  128.  Principle  of  Action. — Gravity  stamps  are  lifted  by  cams  and  drop 
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FIG.    90. — PERSPECTIVE  VIEW  OF  GRAVITY   STAMPS. 

by  their  own  weight.     The  most  highly  developed  mill  of  this  class  is  called  the 
California  Stamp  Mill  (see  Figs.  90,  91a  and  916).     This  stamp  mill  consists 
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of  a  mortar  J,  standing  upon  a  mortar  block  A.  The  stamps  are  lifted  by  cams 
U,  keyed  to  a  cam  shaft  R,  and  drop  in  the  mortar.  A  strong  frame  supports 
the  cam  shaft  and  the  driving  gear.  A  single  mortar  has  from  one  to  six  stamps 
dropping  in  it.  Five  is  the  almost  universal  number  in  this  country.  One 
mortar  with  the  accompanying  stamps,  cams,  frames,  etc.^  is  called  a  stamp 
battery.    This  machine  may  be  described  in  detail  as  follows: 

§  129.  Foundation. — The  foundation  of  a  battery  is  of  prime  importance; 
if  it  is  not  well  made  the  battery  cannot  be  run  at  full  capacity  lest  it  shake  to 
pieces.  A  trench  is  generally  dug  in  gravel  or  blasted  in  rock  to  receive  the 
mortar  block.  This  trench  is  usually  the  length  of  the  mortar  block  plus  two 
feet  at  each  end  and  may  be  the  width  plus  two  feet  at  each  side,  more  or  less. 
This  is  sometimes  walled  in  with  masonry,  as  in  Fig.  92.  The  bottom  is  gen- 
erally leveled  with  a  layer  of  concrete  or  sand  or  clay  well  tamped  in.  In  regard 
to  the  use  of  concrete^  Hardman  says  it  should  not  be  less  than  30  inches  thick, 
othei'wise  it  may  crumble  and  give  trouble.  Its  use  saves  the  more  accurate 
leveling  of  the  rock,  which  is  necessary  when  sand  is  used.  The  use  of  sand  is 
simply  to  level  up  with  a  thin  layer  the  last  of  the  irregularities  of  the  rock.  On 
the  sand  or  concrete  may  be  placed  two  layers  of  2-inch  plank  spiked  together. 
These  planks  also  save  time  in  construction  by  avoiding  the  necessity  of  smooth- 
ing the  rock. 

The  North  Star  Mill  (see  Fig.  92)  has  beneath  the  mortar  block  a  layer  of  con- 
crete 2  feet  thick  and  walls  of  ashlar  masonry  3  feet  thick  around  the  sides  of 
the  trench.*'* 

§  130.  The  Mortar  Block  (see  Figs.  90  to  92  inclusive)  consists  of  timbers 
or  planks  on  end  which  stand  upon  the  sand  tamping,  the  planks  or  the  concrete, 
or  they  may  be  carved  out  to  fit  the  rough  surface  of  the  rock.  It  may  be  made 
of  a  length  suitable  for  5,  10  or  20  stamps.     The  first  is  the  usual  construction. 

TABLE   81. — MORTAR   BLOCKS. 
Abbreviations— Ft. = feet;  In. = inches;  No. = number. 


MiU 
No. 

Depth. 

Leiiflrth. 

Width. 

Foundation. 

Material. 

How  Faftt«*n(  d. 

'n 

Ft     IlL 

1«       0 
9       0 
U       0 
12       0 
IS       9 

Ft. 

In. 

Ft. 
8 
9 
2 
2 
8 

In. 

8 

Solid  rock.'.;! 
Concrete  (5). 
Solid  rock.... 

2-inch  nlank  on  end   id's  

S6 

4 
4 
5 
5 

10 
0 

2-inch  planks. 

."iOxaO-inch  timbers 

By  wire  spikes. 
See  Fig.  98. 

m 

m 

AoHdroclc... 

Sa^aO-inch  timbers 

By  1-inch  bolts. 
By  1-inch  bolts. 

m 

<(i 

14  0 
19       0 

la^o 

15  0 
9       2 

10       0 

i6'"V 

9       0 
10       0 

14       0 
10       0 
9       0 
19       0 

4 
•4 

\* 

c88 

4 

el8 

e18 

el3 

4 

4 

10 
8 

11 

4 
7 
0 
0 
0 
10 
6 

2 

8 

2 

9 
9 
2 
2 

2 
2 

1 

•1 

Solid  rock.... 
Solid  rock.... 
Solid  rock  or 
concrete... 
Solid  rock.... 

28xa0-inch  timbers 

68 

2xl2-inch  plauks 

By  80-penny  spikes. 

By  keys  and  six  l^-inch  bolts. 

By  spikes  5  inches  long. 

m 

m 

Spruce,  pine  or  sugar  pine,  80x  I 

80  inches f 

Spruce  6x2  in.,  and  12x2  in.  (d). . 
8  timbers 

71 

Concrete 

By  six  1-inch  bolts. 

7» 

Solid  rock.... 
Solid  rock.... 

Pine 

74 

75 
7« 

SoUd  rock(/)  Pine  timbers  29x29  Inches. 

By  three  1H-inch  bolts. 

77 

fVt 

4 
el8 

5 
«10 

4 

7 
0 
0 
0 

8 

2 
2 
2 
2 
2 

0 
6 
2 

Solid  rock.... 
Solid  rock.... 

3  timbers 

8R 

84 

Solid  rock.... 
Solid  rock.... 

24x30-inch  tin-bers 

W 

18xl2-inch  timbers 

«8 

Solid  rock... 

Planks 

(a)  With  width  parallel  to  cam  shaft.  (6)  2  feet  thick,  (c)  For  four  batteries  (see  Fig.  96).  (d)  PUned  and 
jointed,  (e)  This  is  the  length  over  all.  The  author  is  in  doubt  whether  these  are  individual  or  combined 
mortar  blocks.    (/)  Leveled  by  sand.    (•/)  Horizontal  stick  of  Oregon  pine  2  feet  square,  laid  on  six  transverse 


As  shown  by  Table  81,  mortar  blocks  vary  in  size  from  squared  timbers  30X30 
inches  down  to  planks  2X12  inches  on  end  laid  together,  breaking  joint  and 
held  together  by  bolts,  or  timber  buckstaves  and  bolts.     Planks  are  better  than 
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12x16 


FIQ.    91a. — SIDE   ELEVATION    OF   STAMP    MILL. 

timbers,  because  sounder  wood  can  be  chosen,  their  ends  are  more  easily  carved 
to  fit  the  rock  and  they  are  easier  to  take  down.  The  timber  which  is  used  in 
the  mortar  blocks  is  exposed  to  hard  usage  as  to  vibrations,  stresses,  and  decay. 
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It  will  be  a  proper  matter  for  the  millwright  to  consider  whether  one  of  the 
methods  of  preserving  timber,  for  example,  creosoting,  kyanizing,  Bumettizing, 
or  tarring  may  not  be  employed  to  advantage.     The  last-mentioned  is  reported 
to  have  been  used  beneficially  in  a  number  of  instances. 
The  top  of  the  mortar  block  should  be  made  perfectly  flat  to  avoid  a  convex 


PIG.    91t. — FRONT   ELEVATION   OF   STAMP   MILL. 

or  concave  bearing  either  of  which  might  crack  the  mortar.  It  is  not  con- 
sidered good  construction  to  connect  the  mortar  blocks  rigidly  to  the  frame  on 
account  of  the  additional  jar  produced. 

The  mortar  blocks  extend  IJ  inches  more  or  less  beyond  the  sides  of  the 
mortar  flanges.     They  are,  however,  of  the  same  length  as  the  mortar.     They 
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are  held  vertical  by  tamping  stamp  sand,  rock,  loam  or  concrete  all  around  them 
to  fill  the  pit. 

In  a  recent  addition  to  Mill  55  the  mortars  each  rest  upon  a  7-ton  block  of 
cast  iron  and  these  blocks  are  imbedded  in  a  mass  of  concrete.  A  similar  ar- 
rangement occurs  in  the  new  300-stamp  mill  recently  added  to  the  Alaska-Tread- 
well  plant  on  Douglas  Island,  Alaska. 

Concrete  mortar  blocks  are  cheaper  and  more  durable  than  those  made  of 
wood.  It  is  claimed  that  they  lack  the  resilience  of  timber  on  end,  which  gives 
greater  life  to  the  parts.  On  the  other  hand,  at  the  Lake  Superior  copper  mills 
it  has  been  proved  for  steam  stamps  that  the  more  solid  the  foundation,  the 
greater  will  be  the  capacity,  without  causing  increased  breakage  (see  §  108). 

The  mill  of  the  Banner  mine,  Oroville,  Cal.,  has  just  put  in  a  solid  concrete 
mortar  block  for  20  stamps,  of  the  dimensions  shown  in  Fig.  94,  and  the  first 
month's  run  with  it  leads  to  the  expectation  that  5  tons  in  24  hours  can  be 
crushed  per  stamp.  It  is  estimated  that  the  improvement  due  to  concrete  over 
wood  will  be  at  least  i  ton  per  stamp  per  24  hours.  Except  for  an  intervening 
rubber  sheet  of  pure  gum  J  inch  thick,  the  mortar  rests  directly  on  the  concrete, 
the  holding  down  bolts  being  bedded  in  the  concrete.  The  stamps  weigh  1,065 
pounds  each  and  drop  4  inches  110  times  per  minute.  The  height  of  discharge 
is  4  inches  and  the  screen  is  30  mesh.  The  diameter  of  the  shoe  is  9  inches. 
A  single  discharge  mortar  is  used.  The  ore  is  hard  quartz  in  thin  parallel  veins, 
with  stringers  of  slate  between. 

When^  it  is  necessary  to  found  a  mortar  on  marshy  or  unreliable  ground  a 
pit  is  dug  1  to  3  feet  deep  and  large  enough  to  hold  the  horizontal  frame  about 
to  be  described.  The  bottom  is  carefully  leveled,  and  bottom  timbers  12X12 
inches  X18  feet  are  laid  horizontally  at  right  angles  to  the  cam  shaft  at  dis- 
tances apart  corresponding  to  the  posts.  For  five  stamps  two,  and  for  ten 
stamps  three,  bottom  timbers  are  used.  If  the  ground  is  very  unreliable,  the 
space  between  these  bottom  timbers  is  filled  up  with  like  timbers.  If  not  so 
bad,  the  space  immediately  underneath  the  mortars  is  .filled  with  short  blocks 
12X12X24  inches,  parallel  to  the  bottom  timbers.  Next  above,  six  mud  sills 
of  12  X  12-inch  timbers  are  laid  parallel  to  the  cam  shaft.  Two  are  in  contact 
with  each  other  and  lie  under  the  mortars.  Two  more  divide  the  space  to  the  | 
ends  of  the  bottom  timbers  and  the  remaining  two  are  placed  at  those  ends.  | 
Upon  the  mud  sills  lie  the  cross  sills,  which  are  like  the  bottom  timbers.  All  i 
three  sets  are  now  strongly  bolted  together  by  vertical  bolts  and  the  spaces  be-  , 
tween  the  timbers  are  filled  with  stones,  gravel  or  loam.  The  mortar  block  is  ' 
now  made  by  laying  a  horizontal  timber,  20X20  inches  to  30X30  inches,  par- 
allel to  the  cam  shaft,  upon  the  frame  just  described,  and  long  enough  to  support 
the  one  or  two  mortars  and  the  two  or  three  posts.  The  mortar  block  is  bolted 
to  the  frame  and  the  posts  are  mortised  into  the  mortar  block. 

In  the  Dahlonega  district  of  Georgia*^,  with  stamps  weighing  only  450  pounds 
each,  the  above  construction  is  common  even  in  solid  ground  (see  Figs.  95a  and 
956).  In  Mill  77  the  mortar  block  is  a  horizontal  timber,  24X24  inches,  of 
Oregon  pine,  lying  on  six  cross  sills  8  feet  long.  In  this  mill  the  mortar  blocks 
of  timbers  on  end  gave  trouble  by  breaking  stamp  stems,  owing  to  the  long, 
high  drop  of  the  stamps.     This  type  of  mortar  block  is  illustrated  in  Fig.  96. 

§  131.  Placing  the  Mortar. — Upon  the  mortar  block  three  thicknesses  of 
common  house  blankets,  costing  $9  per  pair,***  coated  with  tar  on  both  sides,  are 
placed,  or  blankets  may  be  used  without  tar,  or  sheet  rubber  i  to  f  inch  thick 
may  be  used.  This  packing  gives  an  even  bearing,  reduces  the  jar  to  a  minimum 
and  prevents  dirt  from  entering  to  destroy  the  level.  Vertical  bolts.  If  to  1^ 
inches  in  diameter  and  3  to  4  feet  long,  for  holding  down  the  mortar  are  set  into 
the  mortar  block.     These  may  have  nuts  and  washers,  or  keys  and  washers 
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FIG.    92. — NORTH    STAR    STAMP    MILL. 


PIO.    94. — CONCRETE   MORTAR    BLOCK    AT    THE    BANNER    MINE. 
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below,  for  which  recesses  have  been  cut  in  the  side  of  the  mortar  block  (see  Figs. 
91a  and  916)  or  they  may  be  eye-bolts  which  have  been  let  into  the  sides  of  the 
mortar  blocks,  and  which  are  held  by  horizontal  2-inch  bolts  passing  through 
the  eyes  and  through  the  mortar  block.  With  the  latter,  the  mortar  is  more 
securely  and  evenly  tied  to  the  block,  and  the  block  is  more  easily  replaced." 
Table  82  shows  the  kind  and  size  of  bolts  recommended  by  manufacturers.    In 


PIG.  95a. — SIDE  ELEVATION  OF  THE  HALL  STAMP  MILL  USED  IN  THE  DAHLONEOA 

DISTRICT,    GEORGIA. 

TABLE    82. — ^BOLTS    FOR    HOLDING    DOWN    THE    MORTAR. 


Kanufacturer. 

Kind  of  Bolt. 

Number  of  Bolts 
per  Mortar. 

Diameter  of  Bolt. 
Inches. 

Lenrth  of  Bolt. 
Inches. 

Fraaer  &  Chalmera 

McFarlane 

Key  and  washer. 

Eye  bolt. 

Ke>  and  washer. 

8 

I 

88 

38 
90 

Union  Iron  Works 

8 
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no.   95b. — ^FBONT  ELEVATION   OF   THE   SAUE. 


152 


OHE  DRESSING, 


§  132 


Mill  67,  12  threads  to  the  inch  were  found  to  hold  better  than  6  threads  to  the 
inch  on  l^>inch  bolts. 

The  Dahlonega  light  mortars  with  stamps  weighing  450  pounds  are  held  down 
by  wedges  across  the  top  of  the  mortars  and  are  held  against  lateral  movement 
by  a  rib  running  lengthwise,  cast  upon  the  bottom  of  the  mortar  and  let  into 
the  mortar  block  (see  Fig.  95a). 

The  Stamp  Frames. — These  structures  are  made  to  support  the  cam  shafts 
and  generally  the  main  shaft,  and  also  to  guide  the  stamps.  They  are  made 
of  wood,  cast  iron,  steel  or  wrought  iron.  They  consist  of  the  mud  sills,  cross 
sills,  posts,  braces  and  guide  timbers. 


A.  Die. 

B.  Shoe. 

C.  Mortar. 


D.  Position  of  rear  inside  plate. 
F.  Boss. 
Q.  Stem. 


H,  Amalgamating  table. 
K.  Position  of    front    inside 
plate. 


FIG.   96. — A  GILPIN   COUNTY    (COLORADO)    STAMP   MILL. 


§132.  Mud  Sills. — (See  Figs.  90-92).— These  are  commonly,  three  or  four 
in  number;  six  are  sometimes  used.  They  are  12X12  inches  to  24X24  inches 
in  section,  according  to  the  weight  of  the  stamps,  and  they  run  the  whole  length 
of  the  mill  parallel  to  the  cam  shafts.  Sometimes  they  rest  upon  and  are 
bolted  to  masonry.  Two  of  them  are  near  the  mortar  blocks,  one  on  each  side. 
The  others  are  distributed  to  suit  the  frame.  Table  83  shows  the  sizes  of  mud 
sills  recommended  by  manufacturers  and  authors. 
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Mm,  Manufacturer, 
or  Author. 

Number  of 
Sills. 

8i7.e  of  SiU. 

Lenjrth. 

WeiRhl  of 
Stamps. 

IHU  97     

8or4 

Inches 
14x10 

18x18 

14x14 
18x18 
14x70 
10x10  or  16x18 
84x18 
84x84 

Feet.  Inches. 

Founds. 
8&0 

[     800 

860 

I  1,000 

800 

Mill  04  (a). 

\        88         0 
}   (4  batteries.) 
j         7       10 
1     (1  battery.) 

Fnuer  A  Chalmers. . 
McFarlane. 

Union  Iron  Worlis. . . 

\        80        4 
1    (4  batteries.) 
Length  of  the  mill. 
1        88        0 
}    (4  batteries.) 

EfClestott^  (6) 

Elflslerv 

(a)  Laid  in  concrete.    (6)  CooaoUdated  Virginia  miU. 

12X16  inches  to  20X24  inches, 


are 


§133.  Cross  Sills  (see  Figs.  90-92) 
according  to  the  weight  of  the  stamps,  and  13  to  29  feet  long,  according  to  the 
demands  of  the  frame.  They  are  laid  horizontally  across  the  mud  sills,  to  which 
they  are  notched  and  bolted.  They  are  placed  one  under  each  post  and  conse- 
quently there  should  be  two,  or  one  of  double  size,  under  the  center  post  of  two 
adjacent  batteries,  where  the  weight  is  double  that  upon  the  end  sills.  Table  84 
shows  the  sizes  of  cross  sills. 

TABLE    84. — CROSS    SILLS. 


Mm,  Manufacturer 
or  Author. 

Siae. 

Length. 

MiU67. 

Inches. 

18x10 
j     14x18  and 
(     80x84 

18x18 

18x18 

18x18 

18x18 

15x16 
80x80  and  14x80 

18x84 

Ft.     In. 

18  1 
14       0 
84       0 
89       0 
10       0 

19  9 
17       0 

Mill  07 

Fraser  &  Chalmers. . 
McFarlane 

Union  Iron  Worlis. . . 
Loul^i* 

iSTe^".*.^.':'::::::- 

88       0 
18       0 

(a)  Thifl  mill  has  twenty  stamps  in  one  frame  and  has  five  croes  sills,  or  one  under  each  poet.  The  two  out- 
side ones  are  14x18  Inches,  and  84  feet  long.  The  middle  one  is  80x84  inches,  and  84  feet  long.  The  other  two 
are  14x18  inches,  and  14  feet  long.    They  are  made  of  spruce  or  sugar  pine.    (6)  Consolidated  Virginia  mill. 

§  134.  The  Posts. — (See  Figs.  90-92). — Upon  the  cross  sills  stand  the  posts 
in  frames  for  ten  or  twenty  stamps.  The  end  posts  are  12X24  inches  in  section 
in  11  mills,  14X24  inches  in  2  mills  and  11^X23  inches  in  1  mill.  The  middle 
posts  are  24X24  inches  in  5  mills,  12X24  inches  in  5  mills,  20X24  inches  in  3 
mills,  and  23^X23^  inches  in  1  mill.  When  four  batteries  are  framed  together, 
the  posts  next  the  end  are  the  same  size  as  the  end  posts.  A  12  X  24-inch  post 
may  be  made  from  two  12  X  12-inch  timbers,  but  the  surfaces  must  be  true  and 
they  must  be  pin  doweled  and  thoroughly  bolted.  Such  posts  were  in  good  con- 
dition after  six  years'  wear.^*     Table  85  shows  dimensions  of  posts. 


TABLE    85. — POSTS 

MniorMainifiustarer. 

Height 

Distance  from  Top  ni 

Cross  Sill  to  Top  of 

Lower  Guide. 

(  lear  Space  between 
Guides. 

nistanoe  from  Top  of 
Lower  Guide  to  Cen- 
ter of  Cam  Shaft. 

Mill  ST.  (ol 

Ft. 

81 

81 

88 

19 

28 

In. 
8 
8 
8 

4 
0 

Ft.           In. 
10             8 

,?      V" 

9              8   . 

10            10^ 

Ft.          In. 

Ft.          In. 

MfflM..^*r.:::::;::.:: 

^f-MerftChafaners.... 
HcFarboe. 

8             7 
8             8 
8             4 

Union  Iron  Works 

8             8 

(a)  See  Figure  92. 
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The  posts  are  mortised  or  let  into  the  cross  sills.  Buckstaves  are  placed  over 
the  cross  sills  on  each  side  of  the  mortar  block  (see  Figs  91a  and  92),  and  are 
bolted  horizontally  through  the  posts  from  front  to  rear.     They  may  rest  on 


FIG.  97. — PLAIN  WOODEN  GUIDES. 


BBS 

FIG.  98. — SECTlUiNAL  GUIDES  OF  WDOD  AND 
CAST  IKON. 


FIG,    99. — ACME  GUIDE. 


FIG.    100a. — FARGO   GUIDES. 


tt    tt    t 


FIG.  1006. — DETAILS  OF  FARGO  GUIDE. 


the  cross  sills  and  be  bolted  vertically  to  them.  In  some  cases  (see  Fig.  90) 
there  are  also  horizontal  buckstaves  extending  about  \  inch  above  the  top  of  the 
mortar  block  and  serving  to  keep  the  rubber  from  squeezing  out.  From  12  to 
16  feet  above  the  top  of  the  cross  sill  the  posts  are  notched  in,  nearly  to  the 
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center,  to  receive  the  cam  shaft  boxes.  These  notches  may  be  cut  either  in  the 
front  or  the  rear  sides  of  the  posts,  according  as  front  cams  or  rear  cams  are 
used. 

§  135.  Guide  Timbers. — The  two  guide  timbers  (see  Figs.  90-92),  which  are 
about  14  inches  square,  are  notched  and  bolted  to  the  posts  upon  the  same  side 
as  the  cam  shaft  boxes,  and  are  in  the  clear,  about  3  feet  distant  above  and 
below  respectively  from  the  center  of  the  cam  shaft.  The  lower  timber  is  fre- 
quently made  a  little  larger  than  the  upper.  They  usually  extend  the  length 
of  the  two  or  four  batteries,  according  to  the  frame  used.  These  guide  timbers 
must  be  far  enough  apart  to  allow  for  the  sweep  of  the  cam,  plus  the  height  of 
the  tappet,  with  suflScient  clearance.  On  the  inner  side  of  the  guide  timbers 
are  the  guides  (see  Fig.  91a). 

§  136.  Guides  are  provided  to  keep  the  stamp  rods  vertical  while  they  rise 
and  fall ;  to  this  end  their  chief  duty  is  to  resist  the  side  thrust  of  the  cams.  In 
the  various  designs  that  have  been  adopted,  simplicity  and  the  reduction  of  fric- 
tion and  wear  are  the  main  features  sought. 

The  ordinary  guide  (see  Fig.  97)  is  of  two  planks,  each  3  to  8  inches  thick 
and  12  to  19  inches  wide,  yielding  a  bearing  of  that  length.  Half  the  bearing 
for  the  stamp  stem  is  cut  from  each  plank  with  the  grain  horizontal.  At 
the  Homestake  mill  they  are  held  to  the  guide  timbers  by  eight  J-inch  bolts.  At 
the  start  they  are  shimmed  apart  and  as  they  wear,  the  shims  are  thinned  in 
until  they  are  taken  out  altogether,  and  as  they  wear  further,  the  inner  surfaces 
are  planed  off  to  restore  the  diameter  of  the  holes.  During  this  period  they  are 
lined  up  by  putting  in  shims  between  the  rear  guide  and  the  guide  timbers.  The 
woods  are  preferred  in  this  order:  Oak,  hickory,  heart  of  maple,  and  pine.  At 
the  Oriental  mill,  Victoria,  eucalyptus  guides  last  16  years.^* 

Wooden  guides  with  grain  parallel  to 
the  stamp  stem,  called  parallel  grain  bear- 
ings, give  less  friction  and  last  longer  than 
those  with  horizontal  grain. ^^  To  get 
these  bearings,  sectional  guides  must  be 
used.  An  additional  advantage  of  seo- 
#^  h-sj^  Jt^^E  I  ji  Ko  tional  guides  is,  that  the  blocks  of  one 

(Ss  r<r  j<S '  |S^iJP^£^J  bearing  can  be  removed  without  disturbing 

those  of  the  next,  and  adjustment  can  be 
made  for  each  individual  stamp. 

At  Mill  62,  ordinary  guides  of  maple 
are  used  until  worn  out.  Then  square 
holes  are  cut  in  them  and  bushings  of  maple  or  beech,  made  in  halves,  are  put 
in  to  take  the  wear. 

A  soft  wood  guide  with  large  holes  and  four  hard  wood  keys,  forming  four 
parallel  grain  bearings  for  each  stem,  overcame  the  cost  of  renewing  soft 
wood  guides.**'  The  take  up  of  this  and  all  the  preceding  forms  of  guides 
except  the  ordinary  form  is  to  allow  for  both  side  and  end  wear. 

A  cast-iron  guide  with  vertical  wood  bearings  is  shown  in  Fig.  98.  The 
Acme  guide  is  shown  in  Fig.  99.  The  Fargo  guide  is  shown  in  Figs.  100a  and 
1006.  The  take-up  of  the  Fargo  and  Acme  is  for  end  wear  only.  An  iron  guide 
lined  with  hard  wood,  with  end  grain  is  shown  in  Fig.  101.  The  take-up  of  this 
is  for  both  side  and  end  wear. 

Mill  64  uses  on  ten  stamps  plain,  sectional,  cast-iron  guides  without  babbitt, 
with  the  hard  scale  removed  by  an  emery  wheel.  They  are  called  the  Globe  bat- 
tery stem  guides.  After  six  months'  use  they  show  no  wear  on  the  guides  or 
stems,  and  are  very  handy  for  repairing  one  stamp  at  a  time,  and  they  keep  the 
stem  in  a  vertical  position  better  than  the  ordinary  form. 


FIG.    101. — ALLIS   guide. 
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The  Tenth  U.  S.  Census"'  gives  cast  iron  babbitted,  cast  iron  lined  with  raw 
hide,  and  brass,  as  being  used  for  guides,  but  notes  nine  instances  only  of  iron 
guides,  while  it  records  244  of  wood.  Iron  guides  are  quite  generally  used  in 
Australia.^* 

Table  86  shows  the  details  of  the  guides  found  in  the  mills.  It  is  noteworthy 
that  the  ordinary  guide  occurs  in  17  out  of  25  mills.  The  millmen  prefer  it 
over  the  patent  guides  on  the  market  on  account  of  its  simplicity.  They  claim 
that  the  latter  have  too  many  bolts,  nuts  and  wedges  in  their  make  up,  and  are, 
therefore,  very  bothersome  to  change  and  readjust. 

TABLE   86.. — GUIDES. 


Mill 
No. 

Pattern. 

Material. 

Length  Along 

Thickness. 
(Both  Halves.) 

Life. 

Greased  by 

97 

Ordinary 

Pine 

Inches. 

Inches. 

( Grease  scraped  from 
1  Journal  boxes  in  mill. 

Tallow. 

Ftaser^s  axle  greaae. 

56 
66 

Ordinary 

Ordinary.. 

Maple 

Hard  wood 

14 

8 

6 

(6) 

0  months 

1  year  or  more. 
10  years. 

67 

Ordinary.. ....... 

Wood 

(a) 

Machine  oil.    " 

68 

Ordinary   ....... 

Maple 

60 

Ordinary 

Oak  or  hard  pine 
Oalc 

60 

Ordinary     .... 

61 

Ordinary.. ....... 

Oak 

7 

Over  6  years... 
8  years. 

Graphite  greaae. 
( Mixture  of  graphite, 
)  tar  and  tallow. 
Albany  compound 
.\lbany  compound. 

m 

Ordinary  

\  Ordinary  (<f). . . 
1  Beotional  (e). . . 
Sectional 

Ordinary.. ....... 

Maple. 

(c) 

Oak  or  maple. . . . 

64 

Cast  iron 

66 

Oast  iron  (<) 

66 

Oak  or  pine 

.'Z\ZZ',,] 

Oak,  18  monthi* 

Pine,  4  mouths. 

2  years  without 

planing 

Mixture    of    graphite 

67 

Sectional  (0) 

Acme 

Yellow  birch 

Wood  

14 

1 

\ 

and  linseed  oil. 
Hot   tallow   and    gra- 

68 

J 

phite  at  start,  {h) 

71 

Ordinary.. 

Wood 

7^ 

Wood 

73 

Cast  iron  If).. 

74 

Cast  iron  I /').... 

7R 

Ordinary 

MaTple.  ..... 

76 

Ordinary 

Oat. ....::;:.!.. 

Boiled  in  tHllow  at  start 

77 

Ordinary 

iMtchplne 

Wood;. 

12 

6 

Fraser's  axle  grease. 

8^ 

Acme 

RR 

Fargo 

W<K)d 

84 

Fargo 

Wood 

87 

Ordinary 

Wood 

Axle  grease. 

88 

Ordinary 

Hard  wood 

(a)Top=18iDche8;  bottom=]9)^  inches.  (&)  Top=n  inches:  bottom^H  inches,  (c)  Top=12  inches;  botr 
tom=16  inches,  (d)  On  80  stamps,  (e)  On  10  stamps.  (/)  Wood  lined,  (a)  Held  to  guide  timbers  by  bolts  2^ 
inches  in  diameter  and  diagonal  cast-iron  washers  ^  insh  thick,    (h)  Little  or  none  afterward. 

The  guides  are  lubricated  to  overcome  friction  and  so  to  give  the  maximum 
speed  of  drop  of  the  stamps.  Fluid  animal  and  vegetable  oils  are  bad  because 
they  sicken  the  mercury  on  the  amalgamated  plates.  On  this  account  the  guides 
should  be  sparingly  lubricated,  and  that  with  solid  lubricants,  such  as  are  given 
in  the  table.  The  Albany  compound  mentioned,  is  much  like  axle  grease.  In 
Tasmania  an  instance  is  given  of  stamps  crushing  tin  ore  in  which  the  guides 
are  hollow  cast  iron  filled  with  tallow.  Hard  soap  is  used  by  many  and  com- 
mended because  soap  brightens  amalgamated  plates.  Hard  wood  guides  should 
be  soaked  with  linseed  oil  before  mounting  them.  Iron  guides  babbitted,  re- 
quire far  more  lubrication  than  wood. 

§  137.  Platforms. — These  are  needed  to  stand  upon  to  lubricate  the  guides 
and  cams,  and  to  tend  the  tappets  and  stamps  generally.  The  platform  must 
be  placed  on  the  opposite  side  from  the  cam  shaft  and  it  is  usually  continued 
around  the  other  side.  If  in  front,  it  is  liable  to  cut  off  light.  It  should  be 
strong,  have  a  tight  floor  and  a  railing. 

§  138.  Forms  of  Frames. — Braces  and  tie-rods  are  used  with  the  posts  and 
sills  to  complete  the  frames,  and  the  frames  so  made  have  received  different 
names  according  to  the  way  in  which  they  are  combined.  Wooden  braces  stiffen 
the  frame,  but  iron  tie-bolts  occupy  less  room  and  can  be  tightened.     If  only 
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one  kind  can  be  used,  it  should  be  the  wooden  brace  bolted  to  the  cross  sills  and 
to  the  posts.     Probably  the  best  construction  is  a  combination  of  the  two. 

There  are  two  general  classes  of  frames:  A  frames  and  Knee  frames.    Each 


FIO.   102. — FRONT  A  FRAME  WITH  CAMS       FIG.     103. — REVERSE     A     FRAME    WITB 
IN  FRONT.  GAMS  IN  FRONT. 


W\Q.      104. — DOUBLE     A     FRAME     WITH 
CAMS  IN  FRONT. 


FIO.  105. — FRONT  KNEE  FRAME  CONNECTED 
WITH   BIN,   CAMS   IN    FRONT. 
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of  these  has  diflferent  varieties,  as  is  shown  by  the  following  list  of  frames  from 
mills  and  authors: 

1.  Front  A  frame  with  cams  in  front  revolving  away  from  the  bin   (see 
Fig.  102). 

2.  Front  A  frame  with  cams  behind  revolving  toward  the  bin. 

3.  Reverse  A  frame  with  cams  in  front  (see  Fig.  103). 

4.  Eeverse  A  frame  with  cams  behind. 

6.  Double  A  or  double  brace  with  cams  in  front  (see  Fig.  104). 

6.  Front  Knee  connected  with  bin,  cams  in  front  (see  Fig.  105). 

7.  Front  Knee  unconnected  with  bin,  cams  in  front  (see  Fig.  106). 

8.  Front  Knee  unconnected  with  bin,  cams  behind.* 

9.  Front  Knee  with  brace  put  down  and  with  cams  in  front  (see  Figs.  107). 

10.  Front  Knee  with  brace  put  down  and  with  cams  behind. 

11.  Back  Knee  or  single  post  frame  with  cams  in  front  (see  Fig.  108). 

12.  Back  Knee  or  single  post  frame  with  cams  behind. 

13.  Back  Knee  with  a  brace  with  cams  in  front  (see  Fig.  109). 

A  frames  (1  to  5)  are  adapted  for  light  stamps  under  750  pounds,  being 
simple  and  less  expensive.  Front  A  (1  and  2)  is  suitable  for  hand  feeding. 
Beverse  A  (3  and  4)  is  good  where  mechanical  feeder  is  used,  as  it  leaves  the 
front  open  for  observation.  Double  A  (5)  is  to  be  used  where  great  strength 
is  needed. 

The  Front  Knee  (6  to  10)  is  the  heaviest  and  most  expensive.  It  is  the  best 
for  heavy  stamps,  and  is  the  best  in  regard  to  solidity,  position  of  shafting  and 
wear  of  belting,  as  it  allows  large  pulleys  and  horizontal  belts  with  no  tightener. 
The  shafting  and  belt  are  out  of  the  way,  up  where  it  is  clean  and  dry. 

The  Back  Knee  frame  (11  and  12)  is  strong  and  compact,  but  the  main  shaft 
has  to  rest  on  the  sills,  which  is  an  inconveient  place.  It  is  not  suitable  for 
band  feeding.  It  is  suitable  for  a  cam  shaft  driven  by  gears.  It  has  a  great 
advantage  in  its  uninterrupted  view  of  the  plates  of  the  whole  mill. 

These  forms  are  modified  and  combined  to  a  certain  extent;  for  example,  (13) 
is  a  back  knee  with  a  front  brace  which  is  shorter  than  that  of  the  front  A. 

F.  S.  Pheby^®^  condemns  framing  the  ore  bin  with  the  stamp  frame,  as  the 
latter  is  liable  to  be  thrown  out  of  line  with  the  settling  of  the  bin. 

The  frames  were  found  in  the  mills  as  follows:  Mills  55  and  64  use  No.  1 
frames.  Mills  27  and  87  use  No.  3  frames.  Mill  76  uses  No.  4  frame,  except 
that  the  belt  runs  horizontally  back  to  the  water  wheel.  Mill  56  uses  No.  6 
frame,  except  that  the  belt  is  connected  direct  to  water  wheel.  Mills  58,  59, 
65,  73,  74,  75  use  No.  6  or  No.  7  frames.  Mills  57,  61,  62  use  No.  7  frames. 
Mill  67  uses  No.  8  frame.  Mill  82  uses  No.  10  frame.  Mill  84  uses  No.  11 
frame.  Mill  68  uses  No.  12  frame.  Mills  77  and  88  use  special  forms  to  suit 
their  gear  transmission.  The  former  is  shown  in  Fig.  146.  Mill  72  uses  a 
back  knee  frame  and  in  order  to  have  the  view  in  front  of  the  battery  as  unob- 
structed as  possible,  all  troughs,  lights,  etc.,  are  suspended  on  iron  rods. 

It  is  more  in  accordance  with  the  best  mechanical  engineering  practice  to 
drive  by  the  under  part  of  the  belt  where  a  horizontal  belt  is  used.  The  usual 
mill  practice  seems  to  have  ignored  this  principle  (see  Mills  57,  58,  59,  61,  62,  65, 
73,  74,  75),  while  on  the  other  hand,  Mills  67  and  82  have  conformed  to  this 
principle  by  using  front  knee  frame  with  back  cams. 

§  139.  Stamp  Frames  of  Iron. — These  have  been  made  by  a  number  of 
manufacturers  in  recent  years  for  use  in  districts  where  facilities  for  securing 
timber  and  having  it  framed  arc  limited.     For  example,  the  Union  Iron  Works 

*  Since  writing  tlie  above  it  luis  been  learned  that  Mill  69  forms  another  class,  having  front  knee  frames 
connected  with  the  bin,  cams  behind. 
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FIG.  106. — FRONT  KNEE  FRAME  UNCON- 
NECTED WITH  BIN,  CAMS  IN  FRONT. 


FIG.  107. — FRONT  KNEE  FRAME  WITH 
BRACE  PUT  DOWN  AND  WITH  CAMS 
IN  FRONT. 


FIG.   108. — ^BACK  KNEE  OR  SINGLE  POST       FIG.    109. — BACK   KNEE  FRAME  WITH  A 
FRAME  WITH  CAMS  IN  FRONT.  BRACE  WITH  CAMS  IN  FRONT. 
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made  frames  of  steel  channel  beams  for  100  stamps  for  the  Compania  de 
Huanchaca  de  Boliria,     In  this  form  (see  Fig.  110)  each  post  is  composed  of 

four  channel  beams  on  end^  blocked 
apart  with  castings,  suitable  for  hold- 
ing: (a)  the  guides,  (b)  the  cam  shaft, 
(c)  a  flange  or  foot  upon  which  the 
post  stands  and  by  which  it  is  bolted 
to  the  cross  sills,  and  (d)  two  tie-rods 
connecting  its  top  to  the  cross  sill. 

A  simple  reverse  A  frame  is  made  of 

.   steel  in  which  the  cross  sills,  the  braces 

and  the  posts  are  compound  girders 

with  two  channel  beams  each.**      Of 

this  several  have  been  sent  to  Africa. 

Cast  iron  is  especially  advocated  for 
frames,  as  it  does  away  with  tie-rods 
and  braces  and  makes  a  compact,  handy 
frame  which  has  not  the  elasticity  of 
steel. 

Iron  frames  are  not  uncommon  in 
Bendigo,  Australia.** 


8cal©-H  Inch=l  foot. 
FIQ.   110. — IBON  STAMP   VKAME.        FIG  Ilia. — PLAN  OP  THB  HOMESTAKE  MORTAB. 


PIG.  lllC. — SECTION 
ON  EF. 


FIG.    1116. — HALF    SECTION    ON  A  BOP 
AND   HALF   ELEVATION. 
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A  sectional  iron  and  wooden  stamp  frame  with  built  up  posts  was  made  in 
England  and  sent  to  Durango,   Mexieo.^^^     The  posts,  the  cross  sills  and  the 

T.itntMrnT ! 5 J ^  ^ 


FIG.    112a. — FRONT    VIEW    OF    THE    NORTH    STAR    MORTAR. 

braces  were  of  pitch  pine  planks,  3  to  4  inches  thick.     Between  the  planks  and 
on  the  outside,  were  thin  plates  of  mild  steel,  and  the  whole  was  bolted  together. 


FIG.    1126. — END    VIEW    OF   THE    NORTH    STAR    MORTAR. 

§  140.  Mortars  are  boxes  of  cast  iron,  or  of  wood  and  cast  iron,  re  which 
the  operation  of  stamping  takes  place.     They  have  the  following  functions:  (1) 


H*e 


Ollb:  DltESSlSO. 
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FIG.    112c. — SCREEN   OF   NORTH    STAR    MORTAR. 

'0 


PIG.    113^ — PLAN   OP   THE    OLDHAM    MORTAR. 


PIG.    113r. — END    SECTION         FIG.   113i. — FRONT  VIEW  ON  CDEF. 
ON   OH. 
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to  receive  the  ore  from  the  feeder;  (2)  to  place  it  under  the  stamp;  (3)  to  give 
the  stamps  freedom  to  strike  their  blows;  (4)  to  discharge  the  water  and  pul- 


T — RCT^'' 


^-^>■■L^■..»•■jJJ■^tf.|4^^^^■. 


FIG.   1146. — END  SECTION, 


h--^  — 


FIG.  114a. — HALF  SECTION  AND  HALF 
FRONT  ELEVATION  OF  NEWTON 
MORTAR. 


PIG.    115. — DOUBLE    DISCHARGE        FIG.  116a. CROSS  SECTION      FIG.  1166. — PART 

KOBTAR.  OF  SECTIONAL  MORTAR.  OF   LONGITUDI- 

NAL  SECTION. 


verized  ore  or  pulp,  and  often  to  amalgamate  gold.     Various  designs  of  mortars 
are  shown  in  Figs.  Ilia  to  115. 
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The  mortar  proper  is  made  of  cast  iron.  The  best  material  to  withstand  the 
continual  .vibration  is  a  tough,  uniformly  fine-grained,  gray  iron.*'  The  bottom 
should  be  planed  to  give  it  a  true  bearing  on  the  mortar  block. 

While  mortars  are  usually  cast  in  one  piece,  sectional  mortars  (see  Figs.  116a 
and  1166)  are  made  for  mule  back  transportation,  with  no  part  weighing  over 
300  pounds.  The  bottom  is  of  cast  iron  in  sections,  tongued,  grooved  and 
planed.  This  planing  is  so  true  that  there  is  no  leak  of  water  or  mercury,  and 
no  packing  is  needed.*  The  sections  of  the  bottom  are  bolted  together  with 
end  bolts,  the  sides  and  ends  of  the  housing  are  made  of  boiler  iron  and  are 
riveted  together  in  position.  The  joint  between  the  housing  and  the  bottom  is 
made  by  putting  in  a  thin  strip  of  copper,  which,  after  the  joint  is  riveted,  is 
caulked  to  a  tight  joint.*  In  some  designs  all  the  sections  are  of  cast  iron 
flanged,  planed  and  bolted  together. 

Mortars  of  wood  and  iron  (Mill  77)  are  used  in  Gilpin  County,  Colo.,  (see 
Fig.  96).  They  are  lighter  and  cheaper  in  first  cost  than  cast-iron  mortars. 
They  have  been  found  suitable  for  the  peculiar  problem  of  that  place. 

The  weight  of  the  mortar  should  be  proportional  to  the  weight  of  the  stamp 
to  gQi  like  conditions  of  impact.  Tables  87  and  88  show  the  ratios  advocated  by 
authors  and  also  those  used  by  the  mills. 


TABLE  87,   FROM  LOUIS,"  GIVING  WEIGHTS   OF  STAMPS  AND  MORTARS  TOGETHER 
WITH  RATIOS  OF  ONE  TO  THE  OTHER,  PROVED  BY  EXPERIENCE. 


Weight  of 
Stamps. 

Weight  of 
Mortars. 

Ratio. 

Weight  of 
Stamps. 

Weight  of 
Mortars. 

Ratio. 

Pounds. 
900-1,000 
900 
860 
760 
700 

Pounds. 
0,884 
6,600 
6,040 
4,480 
4,088 

6.78-0.89 
6.28 
6.94 
6.07 
6.77 

Pounds. 
660 
660 
600 
400 

Pounds. 
8,696 
8,800 
8,186 
2,464 

6.69 
6.11 
6.2r 
6.16 

TABLE  88.— WEIGHTS  OF  STAMPS  AND  MORTARS,  TOGETHER  WITH  THE  RATIOS  OF 
ONE   TO   THE   OTHER,    TAKEN    FROM    THE    MILLS. 


MilL 

Weight  of 
Stamp. 

Weight  of 
Mortar. 

Ratio. 

Homestake  (Hof  man«»). . . . 

Caledonia  <Hofman««) 

Homeetake  (Rickard««) . . . . 
Father  de  Smet  ^Bowie«»). . 

Keystone  (Egleston*^) 

Bobtail  (Blckard") 

Mill  27 

Pounds. 
860 
880 
860 
758 
760 
650 
800 
860 
650 
960 
800 
800 
980 

Pounds. 
6,000 
6.700 
7,800 
6,000 
6,400 
6,000 
6,600 
6,200 
4.000 
6.60O  .,. 
6,600    - 
4,750 
6,220 

Mill  65 

'\ 

Mill  56 

\  Mill  61   

V 

{  Mill  64 

'  Mill  68    

Mill  88 

Tables  89  and  90  show  the  dimensions  of  mortars  in  a  few  mills,  together 
with  the  rate  of  crushing. 


*  Froser  &  Chalmers,  private  communication. 
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TABLE  89. — MORTARS. 
AbbreviationB.— Lbs. = pounds ;  In. = Inches. 


MIIL 


Homestake  (Hofman**,  1889) 

Homestake  (Rfckard««,  18U6) 

Caledonia  (Hofinaii  *^). 

Father  de  8met  (Bowie  »•)  (6) 

Oldbnin  (Hardman  !•«) 

North  Star  (Ahadie  *•)  (c) 

North  Star  (Rickard  *»)  (c) 

Bobtaa  (woodeu  sidfs)  (Rickard). 

Newton  "•• , 

PhcBnix«»* 

Mill  d6 

Mill  4« 

Mill  M{h) 


Lbs 
fi,400 
7,300 
5,700 
d4,900 
6,700 


5,000 

i',6o6 


5,500 


II 


In. 
54 


WH 


In. 
27i! 


85 

88 


28 
27' 


3n 

5^ 


In. 
50 


60H 
*49H 
'68 

id 


40 
48 


I 


I-- 


In. 
16 


16 

18 

MM 

16H 


16 
16H 


i 

li 


In. 


7 
8 
8 
6 
6 

7W 


11 


In. 
3 


«M ^ 


In. 
5 


6 
5 


S" 


II 


In. 


i 

2  «9 


In. 


1 


(a)  At  ends,  1^  inches.    (6)  All  dimensions  exclusive  of  linings,    (c)  All  dimenaloos  exclusive  of  a  lining 
1  indi  thick,    (d)  Including  lining,  (e)  Total,  49^  inches;  iron,  9  inches.  (/)  Iron,  AM  Inches;  wood,  0^  IncheK. 


TABLE  90. — MORTARS. 

AbbrPTiations.— In.=inch^B:  Lb8.=pounds. 


MUL 


Hill 


Honiestake(Hofman«*,  1880). 

(^edonia  (Hofman  *•) 

Fai  her  da  Smet  (Bowie  **).... 

Oklham  (Hardman>*«) 

North  8lar(Abadie«*) 

North  Star  <Bickard««) 

Bobtail  (wooden  sides)  (Rickard) 

Newton  »•• 

PhoBnix««« 

QoMen  Star  (Rickan]«>,  1895). . . . 
Hidden  Treasure  (Rickard,  1895). 

Mlllia        

Mill  56(a) 

Mill  61 

Mill  62 

Mill  64 


In. 


11 


10 


18^ 


jm_ 


mi 


In. 

10 
lOH 


(c) 
id) 


M 


?- 


S-H 


In. 


7H 


8« 


10« 


2,9 


7Ji 


10 


ir^ 


'gtc 
I- 


In. 

f7« 
17 
87 
80 

18 
21ir4 


I 

=•55 


IS 
15% 


81 
10 

11 


In. 

14 


In. 
10 
6 

4-6 
8-6 


18 


0-11 
18-16 

6-7 
6-6H 


Lbs 
850 
850 
850 
858 
875 
860 


750 


85(t 
550 
850 
650 
9dO 
1100 

eoo 


80 


85 
80 
100 
105 
105 
108 
96 


Tons. 
4.5 
8.8 
4.5 

8.8-8 


1.6 


4 

1 

4 

6 

8 

8-8 

8.1 


(a)  Double  discharge.    (6)  Total  inside  width  at  level  of  discharge 
level  of  discharge  is  1^  Inches,    (d)  Total  inside  width  at  level  of  disc] 


is  16  inches,    (c)  Total  inside  width  at 
iharge  is  84  inches. 


The  mortars,  as  will  be  seen  from  Table  90,  vary  much  in  width  and  also  in 
height  of  discharge,  that  is,  the  height  of  the  lower  edge  of  the  screen  above  the 
top  of  the  die.  These  two  dimensions  are  most  important  in  considering  the 
duties  a  mortar  is  to  perform.  In  general,  we  may  say,  the  lower  the  discharge, 
the  more  rapid  will  be  the  stamping,  the  quicker  will  the  screens  wear  out,  the 
(joarser  will  the  pulp  be,  and  the  poorer  will  be  the  battery  amalgamation. 
These  qualities  will  all  be  reversed  with  high  discharge.  Again,  the  narrower 
the  mortar,  the  faster  will  it  stamp.  By  combining  these  two  ideas,  we  see  that 
a  narrow,  somewhat  deep  mortar  (Fig.  111c),  is  the  best  combination  to  obtain 
rapid  stamping,  and  good  battery  amalgamation.     The  space  behind  or  in  front 
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of  the  shoe  must  be  larger  than  the  maximum  size  of  ore  fed,  to  prevent  the 
stamp  from  becoming  wedged  against  the  side.  In  the  case  of  ores  which  re- 
quire extremely  fine  pulverization,  as  for  example,  the  Gilpin  County  ores  of 
Colorado,  the  slow  stamping,  deep,  wide  mortar  (Fig.  96)  still  finds  favor. 

§  141.  Mortar  Linings. — These  are  replaceable  parts  which  save  the  mortar 
from  wearing  out.  They  are  generally  made  of  chilled  iron  and  may  be  put 
upon  one  or  all  of  the  sides  of  the  mortar.  They  are  particularly  advantageous 
in  locations  remote  from  a  foundry.  If  the  mill  is  far  from  a  foundry,  there 
should  be  five  lining  plates,*®  four  around  the  bottom  and  one  in  the  moutli. 
These  will  have  a  total  weight  of  500  pounds.^*  The  corners  should  be  mitered 
with  45**  angle  to  hold  them  in  place.^*  The  life  as  given  by  Hofman,*®  is  one 
year,  while  Eissler^  gives  three  to  six  months  for  chilled  cast  iron,  1  inch  thick. 
The  Australian  practice  is  to  use  liners  in  four  parts,  1  inch  thick.** 

The  practice  in  the  mills  is  as  follows:  Mills  27,  55,  56,  62,  67,  76,  77,  87,  88 
use  no  liners.     Mills  58,  72,  75  use  replaceable  linings. 

Mill  57  (see  Figs.  112a  and  1126)  uses  chilled  iron  lining  1  inch  thick.  The 
end  liners  last  three  months  and  the  back  and  front  liners  last  a  year.  The  back 
liner  weighs  175  pounds,  end  ^Q  pounds  and  front  75  pounds.  The  back  liner 
is  li  inches  thick  where  the  ore  drops  on  it  from  the  feed  chute.  Iron  costs 
3 J  cents  per  pound  and  sells  for  1^  cents. 

Mill  59  has  cast-iron  replaceable  linings  1  inch  thick.  They  cost  5  cents  per 
pound,  sell  for  1^  cents  and  last  six  months. 

Mill  61  has  wooden  liners  in  the  backs  of  four  mortars,  these  being  somewhat 
wider  than  the  other  four  mortars. 

Mill  64  uses  front,  back  and  end  liners  of  cast  iron  1  inch  thick.  A  set 
weighs  300  pounds  when  new,  200  pounds  when  worn  out  and  lasts  12  months. 
Iron  costs  3^  cents  per  pound  and  sells  for  2  cents. 

Mills  65,  73  and  74  formerly  had  no  linings,  but  Loring***  reports  that  they 
were  afterward  put  in  when  the  thickness  of  the  sides  of  the  mortar  had  become 
worn  down  to  §  inch.  In  order  to  do  this  it  was  necessary  to  reset  the  stamps 
so  that  they  should  be  9^  inches  apart  center  to  center,  or  J  inch  apart  between 
shoes  instead  of  10  inches  apart  center  to  center  as  formerly.  This  gained  a 
space  of  1^  inches  at  each  end,  into  which  the  end  linings  were  placed  and 
served  as  keys  for  the  front  and  back  linings.  The  back  lining  was  13  inches 
high  and  sloped  77^°,  the  foot  being  1^  inches  from  the  base  of  the  die,  thereby 
delivering  the  ore  better  upon  the  die.  It  was  made  with  an  iron  face  and 
wooden  backing  in  order  to  save  iron. 

Mill  66  has  liners  J  inch  thick  on  the  sides  and  ^  inch  thick  on  the  feed 
hopper. 

Mills  68  and  82  have  end  linings  only,  of  boiler  iron  \  inch  thick  and  12  inches 
high. 

Mill  84  has  end  linings  only.  They  are  of  steel  \  inch  thick.  Each  end 
weighs  31  pounds  when  new,  8  pounds  when  worn  out.  Thev  cost  6  cents  per 
pound. 

The  Father  de  Smet  mill  used  liners  1  inch  thick." 

§  142.  The  Mouth  oh  Feed  Openings. — At  the  Homestake  mill  the  mouth 
begins  6^  inches  below  the  top  of  the  mortar  (Figs,  llla-lllc)  and  is  24  inches 
long,  4^  inches  wide,  15  inches  deep  before  entering  the  mortar.  Under  the 
feed  is  a  lip  1^  inches  thick,  designed  to  deliver  the  ore  against  the  top  of  the 
shoe.  The  line  of  this  lip  if  produced,  would  project  the  ore  three-quarters  of 
the  way  across  the  mortar.  This  lip  is  necessary  where  the  mortar  is  double 
discharge,  or  where  a  back  amalgamating  plate  is  used.  Some  authorities  think 
it  is  an  advantage  on  any  battery,  as  it  delivers  the  ore  nearer  the  center  of  the 
die  than  the  other  form. 
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The  CaledoDia  mortar  has  a  mouth  3  inches  wide  extending  the  whole  length 
of  the  mortar.  The  North  Star  mortar  has  a  mouth  opposite  the  three  middle 
stamps  only.  The  latter  seems  to  represent  the  best  practice  in  this  country, 
while  Louis  reconmiends  that  it  extend  to  the  middle  of  the  end  stamps. 

§  143.  Mortar  Covers.— (See  Figs.  114a  and  114&).— Two  planks  2  to  3 
inches  thick,  with  half  the  hole  for  each  stamp  cut  from  each  plank,  are  used 
to  cover  in  the  open  top  of  the  mortar.  Holes  are  also  cut  for  feeding  water. 
The  planks  rest  on  a  ledge  around  the  inside  of  the  mortar  top. 

§  144.  Screen  Openings. — These  are  provided  in  front  or  both  back  and 
front  of  the  mortar.  The  former  is  called  single  issue  (see  Figs,  llla-1146) 
and  is  commonly  used  where  battery  amalgamation  is  practiced.  The  latter 
(see  Fig.  115)  is  called  double  issue,  and  is  used  chiefly  for  dry  crushing  or  in 
wet  crushing  where  maximum  crushing  capacity,  or  minimum  sliming  of  ore  is 
the  object  sought.  The  front  face  of  all  four  sides  of  this  opening  are  planed 
to  give  the  screen  a  flat  bearing  and  a  tight  joint. 

The  distribution  of  single  and  double  issue  batteries  among  the  mills  studied 
is  as  follows :  Mills  with  single  issue  are :  55,  57,  58,  59,  60,  61,  62,  63,  64,  66,  67, 
68,  ro,  72,  73,  75,  76,  77,  85  and  88.     Mills  with  double  issue,  but  with  only  the 

front  one  used  are:  71,  74,  82,  83. 
Mills  with  double  issue  both  used  are: 
27,  53,  56,  84,  87 ;  the  reasons  for  these 
will  be  understood  by  referring  to  the 
outlines  of  these  mills  in  Chapter  XX. 
Mills  27,  84  and  87  bring  the  rear  dis- 
.      ^^^  ,       charge  through   a  canal   4   inches   in 

& —  _—  diameter  cast  from  back  to  front  in  the 

bottom  of  the  mortar,  as  shown  in  Fig. 
PUNCHED  HOLES.  PUNCHED  HOLES.     US,    while    Mill    56    has    front    and 

rear  outside  amalgamated  plates.  At 
Clunes,  Australia,  all  the  mills  use  double  issue  with  no  battery  amalgamation.^' 
When  the  rear  discharge  is  not  used  it  is  closed  by  boards  which,  to  prevent  wear, 
are  faced  with  J-inch  iron  plate  which  is  blocked  forward  near  the  stamps  to 
increase  rapidly  of  stamping. 

§  145.  The  Screen  (see  Fig.  90)  is  mounted  in  a  wooden  frame  and  is  often 
divided  into  several  panels  as  in  Fig  112a.  Screens  are  made  either  of  punched 
plate  or  wire  cloth.  The  holes  in  plate  are  either  round  or  slotted,  while  those 
in  cloth  are  square  or  nearly  so.*  The  efficiency  of  stamp  screens  depends  upon 
(1)  the  size  of  hole,  (2)  the  percentage  of  opening,  that  is,  the  ratio  of  open 
space  to  the  net  screen  area. 

§  146.  Piate  Screens. — The  method  of  punching  is  not  without  influence. 
Round  holes  used  for  coarse  stamping,  namely  0.04  inch  (1  mm.)  in  diameter 
and  above,  and  for  medium  stamping,  about  0.03  inch  (0.75  mm.)  in  diameter, 
are  always  clear  punched,  likewise  slots  for  similar  work  (see  Fig.  117) ;  but 
for  fine  stamping,  0.02  inch  (0.5  mm.)  in  diameter  and  less,  the  latter  are  gen- 
erally buhr  punched  (see  Fig.  118),  because  a  thicker  plate  can  be  used.  A 
clear  punched  hole  is  made  by  a  tool  which  has  a  square,  sharp  edge  and  which 
cuts  out  a  wad  of  exactly  the  size  and  shape  of  the  hole.  The  buhr-punched 
hole  is  made  by  a  thicker  tool  which  makes  an  indentation  in  the  plate  when 
lying  on  a  socket  in  the  die,  just  deep  enough  to  tear  the  metal  asunder. 

The  smallest  practicable  clear  punched  hole  would  seem  to  be  about  0.014 
inch  (0.35  mm.)  in  width.  The  limit  is  governed  by  the  fact  that  the  punching 
tool  is  more  liable  to  break,  thereby  increasing  the  cost  of  the  screen,  when  it 
is  attempted  to  punch  a  hole  of  much  less  diameter  than  the  thickness  of  the 

•  See  Table  258;  also  Loui8>*,  p.  127,  for  holes  made  purposely  ohiong  in  cloth  screens. 
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plate.  The  most  extreme  case  found  by  the  antfaor  is  in  Mill  86,  Table  95, 
where  the  width  of  the  slot  is  54%  of  the  thickness.  Holes  less  than  0.014  inch 
wide  require  plate  so  thin  that  it  has  not  sufficient  strength.  The  size  of  holes 
in  buhr-punched  screens  is  limited  by  the  ability  to  regulate  the  space  torn. 

§  147.  Arrangement  of  Holes. — Slots  are  punched  either  vertical,  diagonal 
or  horizontal,  and  either  in  line  or  staggered.  When  the  slots  are  staggered, 
the  strains  due  to  punching  are  distributed.     For  discharging  the  particles  with 

diagonal  slots  or  horizontal  slots,  stag- 
gered, every  grain  which  slides  down 
the  screen  plate  passes  over  the  slots; 
with  the  vertical  slots  a  limited  num- 
ber of  grains  only  will  be  in  line  with 
the  slots.     This  apparent  advantage  of 
the  former  two  classes  of  screen  may 
'!""  '^   be  partly  or  w^holly  neutralized  by  the 
ARRANGED  IN   wash  of  the  stamps. 
90**  ROWS.  Round  holes  are  arranged   in  rows 

making  either  60°  or  90°  with  each 
other  (see  Figs.  119  and  120).  As  shown  in  Table  91  the  former  gives  1.154 
times  as  much  percentage  of  opening  as  the  latter  when  the  diameters  of  the 
holes  and  the  spaces  between  them  are  the  same.  Table  93  at  90°  gives  a  little 
higher  percentage  of  opening  than  Table  94  at  60°,  but  this  is  done  by  having 
narrower  spaces  between  the  holes. 

TABLE  91. — SHOWING  THE  PERCENTAGES  OF  OPENING  OBTAINED  WITH  HOLES 

LAID  OUT  IN  60°  AND  90°  ROWS,  WITH  VARYING  RATIOS  OF  SPACE 

TO  DIAMETER  OF  HOLE. 


FIG.  119. — HOLES 
ARRANGED  IN 
60°  ROWS. 


FIG.  \  '^^ 


Space  between  Holes. 

Percentage  of  Opening. 

Ratio  of  flO«  to 

90»Arrange- 

meot. 

WMth  90»  Rows. 

With  «)•  Rows. 

Equals  U  the  diameter. . . . 

Equals  the  diameter 

Equals  twice  the  diameter 

84.91 
19.88 
8.78 

40.89 
22.67 
10.07 

1.154 
1.154 
1.154 

Tables  92,  93  and  94  give  the  proportions  used  by  different  manufacturers  in 
making  plate  screens;  Table  95  gives  details  of  plate  screens  from  the  mills. 

TABLE    92. — GIVING    HARRINGTON    ft    KING'S    SCREENS    WITH    ROUND    HOLES    LAID 
OUT    IN    EQUILATERAL    TRIANGLES    (60**    ROWS). 


Number  of 
Needle. 


Diameter  of 
Hole. 

Inches. 
0.025 
0.028 
0.082 
0.042 

Mm. 
0.686 
0.711 
0.813 
1.070 

Upaoe  between 
Holes. 


Inches. 
0.084 
0.082 
0.027 
0.029 


Thickness  of 
Plate. 


Inches. 
0.01264 
0.01419 
0.01594 
0.0190 


Ratio  of  Holes 
to  Thickness. 


1.96 
1.97 
2.01 
8.21 


Percentaflre  of 
Opening. 


% 

16.4 
SO. 6 
06.8 
81.4 


TABLE  93. — GIVING  MUNDT'S  SCREENS  WITH  ROUND  HOLES  LAID  OUT  IN  SQUARES 

(90**  rows). 


Trade  Number. 

Hole. 

Space  between 
Holes. 

Thickness  of 
Plate. 

Ratio  of  Holes 
to  Thickness. 

Openinp:- 

00 
0 
1 
9 
8 
4 

Inches. 

o.oao 

0.028 
0.087 
0.088 
0.039 
0.046 

Mm. 
0.608 
0.684 
0.686 
0.838 
0.990 
1.140 

Inchen. 
0.030 
0.0187 
0.02S0 
0.0226 
0.0277 
0.0217 

Inches. 
0.0201 
0.(»201 
0.02267 
0.03196 
0.0408 
0.0408 

1.00 
1.14 
1.90 
1.08 
0.97 
1.17 

19.68 
98.98 
98.90 
87.T1 
96.88 
86.78 
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TABLE   94. — OIVINO  HARRINGTON   ft   KING'S   SIZES   FOR   CLEAR   PUNCHED   SLOTTED 

SCREENS. 


Number  of 

Diameter  of 

Space  between 

Tblckneas. 

Ratio  of  Hole 

Peroentaffe  of 

Needle. 

Hole. 

Holes. 

to  ThlckncHS. 

Opening. 

Inches. 

Mm. 

Inches. 

Russia  Gauge  No- 

Inches. 

tlo 

10 

0.018 

0.457 

0.079 

8 

0.01904 

1.48 

0.080 

0.508 

•0.077 

9 

0.01419 

1.41 

14.1 

O.Ott 

0.666 

0.028 

10 

0.01694 

1.88 

16.6 

0.085 

0.886 

0.071 

11 

0.01790 

1.40 

17.8 

0.08S 

0.711 

0.116 

IS 

0.01900 

1.47 

18.6 

o.oas 

0.818 

0.111 

18 

0.01900 

1.08 

16.0 

0.086 

0.889 

0.108 

18 

O.OBOIO 

1.74 

10.9 

0.048 

1.070 

0.101 

14 

0.08196 

1.91 

80.8 

O.OfO 

1.280 

0.094 

16 

0.0S484 

8.01 

88.0 

0.068 

1.470 

0.086 

16 

0.08000 

1.98 

88.0 

TABLE  95. — DETAILS  OF  PLATE  SCREENS  FROM  THE  MILLS. 

Abbreriations.— B.  81.=Buhr  slot;  B  T  Pl= Burned  tin  plate;  Dols.  =  dollars ;  D.  Sl.=nia(ronal  slot; 
inches;  N.=Meedle;  No.=Namber:  Pl.=Plate;  R.  90«=Round  holes  arranged  in  90^  rows;  R.  l.=Rus8ia 
8L=81ot:  Sq.  In.s8quare  inches;  T.  PI.=Tin  plate;  U  T  PlsUnburaed  tin  plate. 


In.=: 
iron; 


6 

I 

57T.  PI 
BTPI 


60 

81 

08 

81 

05 
00 
87 
70 
78 
78 
74 
TB 

77 


86 

86 
88 
9 


UTPl 

UTPl 

UTPl 

R.L 
BTPI 

R.L 

R.L 
Ft 

R.  L 
BTPI 
BTPI 
T.Pl. 

R.L] 

Ft 

R.LO 

R.LO 

R.L 

ILL 

PL 


i3 
if. 


In. 
0.016^R.90« 

R90» 


0.016 
1.018 
1.010 

o!oi8 


0.1 
0.018 
0.018 
0.010 
JO.088 
>0.087 


0.088 
0.080 


R.90«» 

;R90» 

81. 
R.90» 


(d) 


D.  SI. 
B.90« 
R.90« 


(*) 


iP) 
D.  SL 


In. 
O.OM 

0.086 


0.084 
0.020 


40meih 


0.086 


0.86 

0.086 
0.086 


(k) 


0.18 
0.08 


No.  ON 


N0.7N. 
Na0N. 


N0.8N 


88  mesh 
N0.1H 


N0.7N. 
NO.0N. 


SiBe€fHoto,(0) 


In. 
0.062 

0.086 


0.088 

0.084 

0.089 
0.087x0.875 

0.080 

O.084 
0.086x0.5 


0.002x0.86 
0.080 
0.090 


®   \ 


IO.017zO.87S 

1*0108x0.875 

0.061x0.406 

0.085 

0.024 

0.027 


Mm. 
0.787 

0.085 


0.818 

0.015 

0.751 
0.080x9.68 

0.768 

0.010 
0.885x18.7 


0.680x0.85 
0.708 
0.788 


<  0.488x9.58 
i  0.787X9.06 


1 0.488x9.58 
i0.788x9.58 
0.044x11.8 

0.085 

0.610 

0.080 


6 

4orl 


\t 


6M 

7 

11 

7 


lOJi 


fl 


In. 

9 

18orl 

'(b)" 
8 
84 


(0) 


48 


54 


^^ 


9»  88' 
10»  87' 


18»64' 
9»88' 
4»40' 


lO'O' 

io»  (y 


18*  SO' 


9*  88' 
0»  0* 


10»0' 


Dols. 
O.SO 

0.886 


0.68 


1.90 
0.40 


8.00 


0.40 


1.00 


"ST 

15 

14 
15 


80-86 
cl4 
14 
1&^4 


80.00 

18.4 

88.8 


88 
el4 
cl4 

20 

81 


7H 


II 


% 

10.94 

19 


•»1 


88.4 
or75.4 


88.9 


18.8 
88.9 
28.9 


(m) 


HI  4.9 
14.88 


70.S 
41.8 

60.0 


70.9 


58.7 
70.5 
70.6 


(n) 


(a)  Where  odIt  one  dimensioo  of  a  slot  is  given,  it  is  the  width  that  is  meant  (b)  Two  end  panels  are  IIH 
hiehes;  two  middle  panels  are  18  inches,  (c)  Sometimes  as  high  as  80  days,  (d)  Diagonal  buhr  sloL  (e)  About 
n^  inches.  (/)  Twenty-one  dollars  per  dosen.  (a)  Two  end  panels  are  7  inches;  other  fire  are  0  inches,  (h)  A 
dosen  sheets,  each  10x14  inches,  coRt  $1.35. .  (0  When  new.  (f)  When  worn  out.  (k)  Horizontal  staggered 
babr  slot,  H  inch  apart  horizontally,  A  inch  apart  ▼erticallv.  (Z)  Three-eighths  of  an  inch  long  and  slightly  below 
0.017  inch  wide  when  new;  0.081x0.88  Itich  when  worn  out.  (m)  Slightly  below  4.9)(  when  new,  7.93(  when  worn  out. 
(a)  Slightly  below  85  square  inches,  (o)  These  are  screens  used  in  Huntington  mills  and  are  put  in  here  for  pur- 
I  of  comparison,    (p)  Vertical  staggered  buhr  slot,    (g)  Oldham  milL    (r)  Father  de  Smet  mill. 


§  148.  Comparison  op  Round  Holes  with  Slotted  Holes. — In  Tables 
92,  93,  94  and  95,  it  seems  that  for  fine  stamping  the  percentage  of  opening  is 
about  the  same  in  either  case ;  for  medium  stamping  the  round  hole  has  much 
larger  percentage  of  opening ;  but  for  coarse  stamping,  that  is,  larger  than  0.04 
inA  (1  mm),  it  is  probable  that  the  slot  will  be  at  least  as  favorable,  and  may 
be  more  so  than  the  round  hole.  For  both  shapes  the  percentage  of  opening 
decreases  toward  the  fine  end.  For  very  fine  stamping,  where  buhr  slot  is  used, 
the  percentage  of  opening  is  very  low.* 

•  Mill  88,  Table  98,  has  a  screen  of  this  class  with  only  4.9%  of  opening,  whUe  Rickard>**  says  Oilpin  County 
mQls  use  buhr  slot  with  8. 94jf. 
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Slots  should  be  less  inclined  to  blind  up  than  round  holes,  for  in  the  former 
a  particle  will  usually  have  but  two  points  of  bearing,  while  in  the  latter  it  will 
have  three. 

Round  holes  strain  the  plate  more  in  the  punching  than  the  slotted,  owing  to 
the  method  of  punching.  For  this  reason  it  follows  that  for  a  given  width  of 
hole,  while  round  holes  may  have  a  greater  percentage  of  opening  than  slotted 
holes  when  the  plate  is  thin,  on  the  other  hand,  when  the  plate  is  thick,  slotted 
holes  which  do  not  have  to  increase  the  spaces,  will  have  a  much  greater  per- 
centage of  opening  than  round  holes,  which  do  require  an  increased  space  between 
the  holes.  For  example,  to  give  an  extreme  case,  Fraser  &  Chalmers  state  that 
to  punch  round  holes  0.07878  inch  (2  mm.)  in  No.  12  steel  (0.109  inch  thick), 
the  spaces  between  the  holes  would  have  to  be  quite  large,  say  ^  inch. 

Slots  will  pass  larger  flat  or  elongated  particles  than  round  holes,  in  fact  a 
more  uneven  product.  This  may  make  a  slotted  screen  advantageous  when 
stamping  graphite,  mica,  or  any  laminated  mineral. 

§  149.  Placing  the  Screen. — All  holes,  whether  clear  punched  or  buhr 
punched,  have  more  or  less  of  a  buhr,  and  this  buhr  is  always  placed  toward  the 
stamps  to  prevent  blinding  up  the  hole.  This  is  true  because  the  hole  is  slightly 
wedge-shaped  and  a  particle  which  can  enter  the  small  end  will  free  itself  at  the 
large,  while  the  movement  in  the  opposite  direction  might  blind  the  holes. 

§  150.  Cloth  Screens. — These  are  woven  of  wire.  They  are  single  crimp 
or  double  crimp.  In  double  crimp  cloth  the  woof  is  crimped  nearly  as  much  as 
the  warp;  in  single  crimp,  the  woof  is  nearly  straight.  Double  crimping  pre- 
vents spreading  of  the  wires.  The  cloth  screens  used  in  the  mills  visited  are 
given  in  Table  96.     They  show  that  there  appears  to  be  no  definite  ratio  between 


TABLE  96. — DETAILS  OF   CLOTH   SCREENS   FROM   THE   MILLS. 

Abbrevfations.— 6  W  QssBirmiDgham  Wire  Qaug^;  Dols.=idoUar8;  Iii.=inofaeB;  No.=number;  8q.  I11.3 
square  inches. 


Mill 
No. 


27 
58 
64 
66 

66 


68 

68 

n 


84 
87 
(c) 


Material  of 
Screen. 


Steel.. 
Steel.. 
Brass. 


Iron  . . 

Brass. 

Brass. 
Steel.. 
Brass . 
Brass . 
Steel.. 
Brass  . 
Brass  . 

Steel.. 


h 


BWG 
22 
20 


(6) 

80 

or  81 


8.? 
II 


16 
16 
24 
14 

25 

80 
30 
16 
80 
35 
40 
24 
or  SO 
24 


Net  Sfse  of 
Hole. 


In. 

0.0345 

0.0275 


0.0484 

0.068 

0.0^218 

orO.0238 


0.0 


0.0445 
0.02U3 
0.0166 
0.016 

t 

\ 


0.876^ 
0.1 


1.10 
1.60 
0.541 
or0.6Q2 


0.51G 


1.18 
0.516 
0.428 
0.406 


In. 
11 


21 
10 

12 


12 
13 


In. 
»4 


60 


14 
14 


16 
60 


7»    8' 


20«»    0' 
go  88' 


16*    0' 


4«  46' 
11»  80' 


4«  46' 
18*  28' 
10«    0' 


Dola. 


(a) 
8.00 


1.78 


1.78 
1.25 
8.00 


Days. 
1-6 


10 
42 

18-30| 


6 
80 
00 

6 

7 

8^ 


il 


t 

80.5 
10.4 


86.0 

25.4 

40.0 

or  48.0 


87.1 


60.7 
37.1 
88.6 
41.0 


^^r 


887.5 

843.8 

245.4 

or 208.4 


187.0 


140.1 

2oe.e 


473.1 


(a)  This  Hcreen  is  52  inches  long,  including  the  uprights  between  the  panels,  and  it  costs  15  oeota  per 
foot.    (&)  0.062  inches,   (c)  Caledonia  mill. 


the  diameter  of  the  wire  and  of  the  hole  for  this  class  of  screens.  The  screen 
of  Mill  53  is  noteworthy.  This  mill  has  double  discharge  at  the  level  of  the 
die  and  requires  heavy  wire  to  stand  the  wear.  The  heavy  wire  halves  the  per- 
— A^^g  QHf  opening,  but  the  double  discharge  restores  this,  leaving  the  net  gain 
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that  the  discharge  is  at  the  level  of  the  die  with  the  same  amount  of  opening  as 
fiingle  discharge,  but  with  a  strong  screen. 


TABLE 

97. TYLEB 

I   DOUBLE   CRIMPED   STEEL   OB   IRON 
Abbreviations.— W  3t  Ms  Washburn  &  Moen. 

BATTERY    i 

CLOTH. 

Meshes  per 

Diameter  of 

Diameter  of 

Diameter  of 

Diameter  of 

Ratio  of  Wire 

Percentage  of 
Opening. 

Lioear  Inch. 

Wire. 

Wire. 

Hole. 

Hole. 

to  Hole. 

W&BfOaugeNo 

Inches. 

Inches. 

Mm. 

% 

18 

19 

0.041 

0.0188 

1.07 

0.960 

85.80 

14 

SO 

0.035 

0.0304 

0.985 

0.961 

86.01 

16 

22 

0.0s» 

0.0346 

0.876 

0.818 

80.47 

18 

88 

0.085 

O.Oim 

0.777 

0.818 

80.84^ 

ao 

S4 

0.088 

0.0S70 

0.686 

0.868 

89.16 

29 

85 

0.080 

0.0255 

0.648 

0.786 

81.36 

dt 

86 

0.018 

0.0887 

0.608 

0.780 

88.87 

se 

27 

0.017 

0.0816 

0.546 

0.70« 

81.18 

28 

87 

0.017 

0.0187 

0.475 

0.906 

87.47 

90 

88 

0.016 

0.0178 

0.439 

0.983 

87.08 

35 

80 

0.014 

0.0148 

0.871 

0.961 

86.00 

40 

81 

0.0135 

0.0115 

o.nsa 

1.174 

21.15 

45 

88 

0.011 

0.0118 

0.884 

0.980 

85.49 

50 

84 

0.010 

0.0100 

0.864 

1.000 

86.00 

55 

86 

0.0096 

0.0087 

0.881 

1.045 

88.79 

00 

85 

0.0006 

0.0078 

0.188 

1.387 

18.45 

70 

87 

0.0086 

0.0058 

0.147 

1.468 

16.48 

80 

40 

0.007 

0.0065 

0.140 

1.878 

19.86 

TABLE    98. — TYLER   DOUBLE    CRIMPED 

BRASS    BATTERY    CLOTH. 

Abbrevations.— O.  E.=01d  English. 

Meshes  per 

Diameter  of 

Diameter  of 

Diameter  of 

Diameter  of 

Ratio  of  Wh-e 

Linear  Inch. 

Wire. 

Wire. 

Hole. 

Hole. 

to  Hole. 

Opening. 

O.E.  Gauge  No. 

Inches. 

Inches. 

Mm. 

% 

18 

19 

0.040 

0.0188 

1.10 

0.988 

97:06 

14 

80 

0.086 

0.0364 

0.986 

0.961 

86.01 

16 

81 

0.0815 

0.0610 

0.787 

1.016 

84.60 

18 

88 

0.0896 

O.0B61 

0.6G8 

1.188 

81.90 

80 

88 

0.087 

0.0880 

0.584 

1.174 

81.16 

» 

94 

o.a» 

0.0805 

0.581 

1.888 

80.84 

94 

85 

0.088 

0.0187 

0.475 

1.888 

80.06 

90 

87 

0.01875 

0.0146 

o.8n 

1.886 

19.18 

85 

89 

0.0155 

0.0181 

0.838 

1.186 

80.98 

40 

80 

0.01875 

0.0118 

0.887 

1.828 

80.84 

80 

38 

0.01186      . 

0.0068 

0.884 

1.886 

19.14 

60 

85 

0.009 

O.00T7 

0.196 

1.175 

81.19 

W 

87 

0.0065 

0.0078 

0.198 

0.834 

89.78 

80 

88 

O.Ott^ 

0.0068 

0.178 

0.858 

99.16 

Tables  97  and  98  give  the  sizes  of  steel  and  brass  cloth  offered  by  one  of  the 
standard  makers,  and  show  that  the  ratio  of  the  thickness  of  the  wire  to  the 
diameter  of  the  hole  is  less  where  the  steel  or  iron  is  used  than  with  brass,  and 
consequently  the  steel  or  iron  screens  have  a  little  higher  percentage  of  opening. 

§  151.  Comparison  op  Cloth  and  Punched  Plate  Screens. — The  most 
noteworthy  point  from  the  mills,  as  shown  in  Tables  95  and  96,  is  that  the  wire 
cloth  screens  have  a  larger  percentage  of  opening  than  the  plate  screens.  This 
difference  is  not  so  marked  in  the  manufacturers'  lists  (see  Tables  92,  93,  94, 
97  and  98).  The  percentage  of  opening  in  fine  wire  screens  is  about  as  large  as 
in  coarse,  while  in  fine  plate  screens  it  is  greatly  reduced.  In  using  the  former, 
one  saves  percentage  of  opening  and  sacrifices  strength.     In  the  latter,  vice  versa. 

Cloth  screens  have  holes  that  are  approximately  square  and  therefore  discharge 
slightly  larger  grains  than  circular  holes  of  the  same  diameter.  The  plate 
screens  avoid  the  tendency  to  spread  seen  in  wire  cloth.  Wire  screens,  owing 
to  their  larger  percentage  of  opening,  cause  less  sliming  of  the  ore  than  the 
plate  screens,  because  the  particles  can  earlier  leave  the  battery.  Again,  wire 
screens  are  shorter  lived  and  there  is  therefore  less  discrepancy  between  the 
diameters  of  the  holes  in  the  new  and  the  discarded  screens  and  the  pulp  will 
bo  more  uniform  than  with  plate  screens. 
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§  162.  Designation  op  the  Sizes  of  Holes  in  Stamp  Screens. — For  plate 
screens  there  are  four  methods,  as  follows:  (a)  By  giving  the  actual  size  of 
the  holes  in  decimals  of  an  inch  or  in  millimeters.  This  is  to  be  preferred, 
because  it  tells  the  mill  man  the  size  of  grain  the  screen  will  pass. 

(6)  By  numbering  the  screens  according  to  the  diameters  of  sewing  needles 
to  which  the  holes  purport  to  correspond.  This  is  indefinite,  because  the  needle 
sizes  of  one  firm  differ  from  those  of  another.**'  The  majority  of  manufac- 
turers, however,  have  agreed  upon  the  sizes  shown  in  Table  99.     In  the  case  of 


TABLE  99. 

—SIZES  OF  ] 

tfEEDLES  FOR  SCREENS. 

Needle 

ThIcknesH  of 

Diameter  of 

Diameter  of 

Needle 

Thicknees  of 

Diameter  of 

DiamKer  of 

No. 

PlatH.  (a) 

Hole. 

Hole. 

No. 

Plate. 

Hole. 

Hole. 

Inches. 

Inctiea. 

Mm. 

Inches. 

Inches. 

Mm. 

0.0848 

0.058 

1.47 

7 

0.0191 

0.004 

0.61 

0.0848 

0.019 

1.26 

8 

0.0179 

0.082 

0.56 

0.0848 

0.04S 

1.07 

9 

1  .01594 

0.080 

0.61 

0.0248 

0.035 

0.89 

10 

0.01419 

0.018 

0.46 

0.0219 

0.039 

0.74 

11 

0.01964 

0.0165 

0.4S 

0.0901 

0.027 

0.09 

19 

0.01964 

0.015 

0.88 

(a)  The  thickness  of  the  plate  is  token  from  Fraser  &  Ghalmers*  catalogrne. 

a  slotted  screen  the  width  of  the  hole  is  the  dimension  which  designates  the  size 
of  the  hole. 

(c)  By  the  meshes  of  sieves  which  purport  to  correspond  to  the  sizes  of  the 
holes.  This  method  is  misleading  and  should  be  abandoned,  since  sieves  with 
the  same  mesh  but  with  different  diameters  of  wire  have  different  diameters  of 
hole.  See  (a)  under  designation  of  cloth  screens  below.  This  method  is  all 
the  more  confusing,  since  some  manufacturers  use  the  term  mesh  to  express  the 
fractional  size  of  the  hole.     Thus  40-me6h  means  a  hole  ^  inch  in  diameter. 

{d)  By  various  trade  numbers.  For  example,  screens  made  in  Central  City, 
Colo.,*  are  labeled  0,  1,  1^,  etc.,  the  size  1^  being  about  equivalent  to  50-mesh 
brass  screen.  In  the  same  way  tin  screens  are  sold  under  three  numbers.  No.  0, 
No.  1,  No.  2.  Samples  of  these  measured  by  the  author  gave  the  diameter  of 
the  holes  as  0.026  inch  (0.658  mm.),  0.032  Tnch  (0.814  mm.)  and  0.040  inch 
(1.018  mm.)  respectively,  and  there  were  20,  18  and  15  holes  per  linear  inch 
laid  out  in  90°  rows.     The  plate  was  0.016  inch  thick  in  all  three 'cases. 

The  designation  of  sizes  for  cloth  screens  is  made  in  three  ways: 

(a)  By  the  number  of  holes  to  the  linear  inch.  This,  if  the  size  of  wire  is 
given  in  decimals  of  an  inch,  defines  the  actual  size  of  hole,  otherwise  it  is  mis- 
leading. See  Mill  58,  Table  96,  and  diameters  of  holes  in  60-  and  70-mesh 
brass  cloth,  Table  98.  There  is  another  objection  that  in  many  cases  an  actual 
count  of  the  holes  per  linear  inch  will  give  a  different  number  from  that  desig- 
nated. 

(6)  The  method  commonly  adopted  abroad  is  to  designate  the  number  of 
holes  in  a  square  centimeter.  This  is  more  unsatisfactory  than  the  use  of  the 
number  of  meshes  to  the  linear  centimeter;  first,  because  one  must  extract  the 
square  root  in  order  to  get  the  number  of  holes  per  linear  centimeter ;  secondly, 
because  after  obtaining  the  number  of  holes  to  a  linear  centimeter,  one  does  not 
then  know  the  diameter  of  the  hole. 

(c)  In  South  Africa  the  number  of  holes  per  square  inch  is  given.  This  is 
open  to  the  same  objections  as  (6). 

§  153.  Gauges  for  thickness  of  plate  and  diameter  of  wire  lead  to  great  con- 
fusion. There  are  no  less  than  eight  gauges  in  the  market,  viz.:  (1)  American, 
or  Brown  &  Sharpe's  gauge.     (2)    Birmingham,  or  Stubs'  wire  gauge.     (3) 

*  Private  communication  from  T.  A.  Rickard. 
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United  States  standard  gauge  for  sheet  and  plate  iron  and  steel.  (4)  Koeb- 
lin^s,  or  Washburn  &  Moen's  gauge.  (5)  Trenton  Iron  Go's  wire  gauge.  (6) 
Old  English  wire  gauge.  (7)  Kussia  gauge  for  Russia  iron.  (8)  G.  W.  Pren- 
tiss' gauge. 

Fraser  &  Chalmers,  Catalogue  7,  3d  edition,  pp.  8  and  9,  give  gauges  Nos. 
1,  2,  4,  5,  6,  7  and  8.  Kent's  "Mech.  Eng.  Pocketbook,"  p.  28,  gives  gauges 
Nos.  1,  2,  3,  4  and  6.     Tyler's  Catalogue  p.  8,  gives  gauges  Nos.  1,  2,  4  and  6. 

All  of  these  gauges  are  arbitrary  and  their  numbers  do  not  express  directly 
the  actual  diameters  of  wires  and  thickness  of  plate  used.  The  Railway  Master 
Mechanics'  Association  and  the  American  Steel  Manufacturers'  Association 
have  both  decided  to  adopt  for  wire  and  plate  the  decimal  micrometer  gauge,"® 
and  it  would  seem  to  be  a  proper  time  for  the  ore  dresser  to  do  the  same.  In 
pursuance  of  this  idea,  the  author  has  given  both  inches  and  millimeters  for 
the  net  diameters  of  holes  in  screens,  whenever  obtainable. 

In  conclusion,  there  seem  to  be  three  facts  that  are  all  important  for  the  ore 
dresser  to  know  in  deciding  upon  the  kind  of  screen  to  use:  (a)  The  exact 
diameter  of  the  hole,  controlling  the  size  of  his  pulp;  (fe)  the  percentage  of 
opening,  showing  the  freedom  of  discharge  and  the  strength  of  the  screen ;  (c) 
the  thickness  of  the  plate  or  wire  indicating  the  strength  of  the  screen. 

§  154.  Material  and  Cost  of  Screens. — Plate  screens  are  made  of  Russia 
sheet  iron,  steel  plate,  burned  tin  plate  and  unbumed  tin  plate.  Besides  these, 
tin  bronze,  phosphor  bronze,  aluminum  bronze  (96%  copper  and  5%  aluminum), 
and  copper,  have  all  been  tried.  Cloth  screens  are  made  of  steel  wire  or  brass 
wire.  In  addition  to  these  phosphor  bronze  and  aluminum  bronze  wire  have 
been  tried. 

(a)  Iron  and  steel  plate  or  cloth  have  advantage  of  strength  and  cheapness 
of  first  cost,  but  they  are  liable  to  be  attacked  by  acid  water.  An  example'*  of 
the  effect  of  acid  water  in  shortening  the  life  of  Russia  sheet-iron  buhr-punched 
plate  screens,  is  shown  in  Table  100,  of  five  Gilpin  County  mills,  each  of  which 
receives  the  water  from  the  one  above.     The  water  acquires  acidity  in  each  mill 

TABLB    100. — EFFECT   OF   ACH)   WATER   ON    SCREENS. 


MOL 

Life  of  Screens. 

Hidden  Treasure 

75 

eo 

16 

New  York 

BuBdolph 

from  oxidation  of  pyrite.  The  abnormally  high  drop  between  the  third  and 
fourth  mills  is  due  to  acid  water  from  a  mine  entering  the  creek  at  that  point. 
Rickard  recommendo  the  use  of  quicklime  for  neutralizing  the  acid.  At  Star 
of  East  mill,  Ballarat,  one-half  bucket  of  quicklime  to  each  battery  every  two 
hours,  prevents  black  scum  forming  on  the  plate.  At  Brittania  United  mill, 
Ballarat,  they  use  5  pounds  of  quicklime  to  each  battery  every  24  hours.  A  veiy 
effective  way  to  neutralize  the  acid  would  be  to  run  lime  water  from  a  tank  which 
was  charged  with  a  little  fresh  slaked  lime  once  or  twice  a  day,  into  the  flume 
which  brings  water  to  the  mill,  at  a  point  far  enough  back  to  thoroughly  mix 
the  two  liquids.  Surface  ores  often  give  more  trouble  from  acid  water  than  those 
that  are  undecomposed. 

(6)  Tin  plate  screens  rank  as  low  first  cost  screens  (see  Mills  69  and  73, 
§155).  The  iron  used  for  making  tin  plate  is  of  a  very  high  grade.  They 
seem  to  be  preferred  over  the  ordinary  untinned  or  *T)lack''  plate,  which  is  of 
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equally  good  quality  and  would  save  the  cost  of  tinning.  The  reason  of  this 
may  be  that  the  tin  acts  as  a  rust  preventative  until  the  screen  is  to  be  used. 
It  is  common  to  burn  the  tin  coating  in  a  forge,  mainly  to  oxide,  to  prevent 
amalgamation  of  its  surface.  Some  mill  men  consider  this  diflBculty  insig- 
nificant, and  do  not  burn  the  tin. 

(c)  Brass  cloth  has  moderate  first  cost  and  resists  action  of  acids,  but  it  has 
not  the  strength  of  iron  and  steel  and,  therefore,  must  be  made  with  larger 
wire.  (See  TabJes  97  and  98).  It  is  said  that  brass  wire  screens  have  less 
tendency  to  spread  than  steel.^^ 

Copper  plate  iV  inch  thick  is  used  in  one  Australian  mill.  It  has  long  life.** 

(d)  Tin  bronze,  phosphor  bronze  and  aluminum  bronze  plate  and  doth  have 
all  been  tried.     They  have  long  life  but  very  high  first  cost. 

The  cost  of  mill  screens  per  ton  of  ore  crushed  is  given  in  Table  101.  The 
great  variation  shown  there  in  cost  of  screens  per  ton  is  due  more  to  the  height 
of  discharge  than  to  the  quality  of  the  screen  or  the  ore.     This  table  shows 


TABLE   101. — COST  OP 

SCREENS  PER  TON   OF  ORB   CRUSHEE 

)y  FROM   MILLS  VISITED. 

MiU 
No. 

Material  of  Screen. 

Cost  of  Full 
Screen. 

Stamps  per  24 
Hours. 

Life  of  Screen. 

Life  of  Screen. 

Cost  of  Screen 
per  Ton 
Crudied. 

66 

Iron  doth 

Dollars. 
S.SS 
0.50 
0.625 
0.52 
1.00 
0.40 
2.60 
1.78 
1.75 
0.40 
0.40 
1.60 
1.78 
1.25 
8.00 

Tona 
80.0 

8.0 

7.6 
15.0 
16.6 
17.6 
14.85 

8.75 
12.6 
17.6 
17.6 

6.7 
11.0 
10.0 
12.5 

80 
16 
16 

81 

6 

82 

14 

14 
81 
6 

7 

Tons. 
1,200 
840 
112.6 
826 
426 
246 
801 

68.6 
400 
246 
246 
461.7 

66 

70 

48.75 

Cents. 
0.185 

67 
60 
61 
64 
65 

Unburned  tin  plate 

Burned  tin  plate 

Unburned  tin  plate 

Russia  iron  plate 

Burned  tin  plate. ........ 

0.2(M 
0.5&6 
0.2S1 
0.446 
0.168 

67 
68 

Russia  iron  plate 

Steel  doth... 

0.865 
8.880 

T8 
78 
74 
77 
8sS 
88 

Russia  iron  plate 

Burned  tin  plate 

Burned  tin  plate 

Runsialron  plate 

Steel  doth 

Brass  doth 

0.487 
0  !68 
0.168 
0.847 
2.097 
1.786 

64 

Brass  doth 

6.857 

that  the  expense  for  screens  per  ton  crushed,  is  so  low  that  the  mill  man  will  do 
well  not  to  strive  for  too  long  a  life  of  screen,  because  he  may  be  losing,  in  the 
coarser  tailings  resulting,  several  times  as  much  as  an  earlier  change  of  screens 
would  cost.     (See  §  155,  on  aluminum  bronze  at  Homestake  mill.) 

§  155.  Choice  of  Screens. — In  regard  to  choice  of  screens,  each  mill  man 
must  study  his  own  problem  for  himself.  In  general,  he  will  consider  four 
things:  (a)  High  capacity  in  tonnage;  (b)  high  percentage  of  extraction  of 
free  gold  on  amalgamated  plates;  (c)  high  percentage  of  extraction  of  sul- 
phurets  on  vanner;  (d)  low  cost  of  running. 

The  following  paragraphs  give  the  results  of  experience  in  some  mills: 

At  an  Amador  County  mill  unburned  tin  screens  0.016  inch  thick,  punched 
with  round  holes  in  rows  at  90®,  0.031  inch  (0.787  mm.)  diameter,  having 
0.025  inch  space  between  the  holes  and  24.45%  of  opening,  crushed  21J  tons 
per  battery  in  24  hours;  while  diagonal  slotted  screens  0.026  inch  thick  with 
holes  0.023  inch  (0.584  mm.)  wide  and  0.25  inch  (6.35  mm.)  long  and  with 
14.16%  of  opening,  crushed  only  7^  tons  per  battery  per  24  hours,  all  the  other 
conditions  remaining  the  same. 

In  Mill  86  the  heavy  diagonal  slot  screen  which  proved  successful  in  the 
Huntington  mill  (see  Table  95),  failed  in  the  stamp  mill  on  account  of  choking, 
probably  due  to  the  thickness  of  the  metal. 

Mill  71  uses  30-mesh  brass  cloth.  With  this  they  netted  more  concentrates 
on  the  vanner  than  with  40-mesh  brass  cloth.  Plates  with  round  and  slotted 
holes  were  tried  and  condemned  because  they  discharged  too  slowly. 
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Mill  61  found  dotted  black  iron  screens  gave  poorest  results.  Brass  wire 
screens  gave  better  results.  Tin  plate,  unburned  (see  Table  96),  proved  the 
best  both  in  freedom  of  discharge  and  cheapness.  The  holes  do  not  blind  up, 
and  the  soft  tin  protects  the  iron,  as  paper  does  under  a  sand  blast. 

Mill  67  found  that  woven  iron  wire  screens  had  too  short  life  and  rusted 
badl}'^ ;  that  clear  slot  Russia  iron  and  aluminum  bronze  plate  wore  too  rapidly, 
causing  coarse  crushing;  that  clear  slot  brass  split;  that  buhr-slot  Russia  iron 
was  most  satisfactory,  as  the  slots  can  be  closed  up  when  worn  and  the  life 
thereby  increased  150  to  200% ;  that  probably  buhr-slot  aluminum  bronze 
would  be  better  still. 

Mill  69  has  adopted  No.  0  punched  tin  instead  of  30-mesh  woven  steel  wire, 
because  it  is  cheaper  and  it  discharges  better.  The  former  costs  10  cents  per 
square  foot  delivered,  while  the  latter  costs  34  cents  per  square  foot  and  the  life 
is  not  materially  different.  The  former  has  round  holes  0.026  inch  (0.658  mm.) 
diameter  and  21.0%  of  opening,  and  the  latter  has  square  holes  0.0178  inch 
(0.452  mm.)  diameter  and  28.5%  of  opening.  The  number  of  holes  remaining 
open  after  each  screen  had  served  its  time  in  the  battery  (about  10  days)  is  as 
follows : 


No.  0  Punched  Tin  Screen. 

1st  incii  above  disoharKe TQjt  of  holes  open. 

Sd     •♦         "  "       693(        "         ^ 

«d     "        ••  »•       TOX        "  " 

tth    •*        "  »•       b*%        "  " 

ith,eUi,7t]i,8tb  indies .»«       '' 


aO-Mesh  Steel  Wire  Screen. 

l0t  inch  above  discharge S4)(  of  boles  open. 

jM      *•        »»  ••       5^       »*  •• 

8d      *•        **  **       089(       '*  " 

4th    "        **  •*       7H        "  *• 

Sth,  eth,  7th,  8th  inches 90)t       '*  «' 


At  the  Cover  mill,  Amador  County,  Cal.,^*  for  medium  hard  ore  with  gold 
of  medium  fineness,  30-mesh  brass  cloth  is  used,  and  lasts  35  to  55  days.  For 
ores  rich  in  pyrite,  20-mesh  steel  cloth  is  used,  giving  rapid  discharge  and  last- 
ing 20  to  30  days.  When  the  gold  is  very  fine  and  as  usually  happens,  the  ore 
is  very  hard,  punched  Russia  iron,  No.  7  needle  (0.025  inch  or  0.635  mm.),  is 
used.  This  retains  the  pulp  long  in  the  battery  and  causes  fine  crushing.  Such 
screens  last  40  to  60  days. 

At  the  Golden  Star  mill.  So.  Dak.,**  wire  cloth  was  blinded  and  broken  by 
chips  and  the  difficulty  was  overcome  by  changing  to  punched  plates. 

At  the  Phoenix  mill,  Otago,  New  Zealand,^*  plates  blinded  too  rapidly  and 
wire  screens  were  perferred. 

Bernard  McDonald  states  that  slotted  plates  for  equal  diameters  of  grain 
were  discarded  for  wire  screen,  30  mesh,  No.  29  wire,  0.0178-inch  (0.452  nmi.) 
hole,  with  greatly  improved  results  in  diminution  of  slime  and  increased  capac- 
ity. The  mortar  is  very  narrow,  it  being  11  inches  wide  at  the  dies.  It  ie 
driven  for  maximum  output  and  when  fed  with  f -inch  material,  yields  3J  tone 
per  stamp  per  24  hours. 

The  Mammoth  mill,  of  Arizona,**  increased  its  stamping  capacity  20%  by 
substituting  wire  screen  24  mesh  with  No.  26  wire  for  a  diagonal  slotted  plate 
screen,  producing  the  same  size  of  grain. 

Aluminum  bronze  screen  0.035  inch  thick,  lasted  six  months  at  the  Home- 
stake  mill,*®  wearing  from  No.  7  (0.024  inch  or  0.61  mm.)  to  No.  5^  (0.028 
inch  or  0.715  mm.)  needle  without  breaking.  The  diagonal  slotted  Russia 
sheet  iron  screens  lasted  two  weeks  under  same  conditions.  The  bronze  cost 
45  cents  per  pound  unperforated. 

At  another  place,**  aluminum  bronze  cloth  lasted  17  weeks  while  Russia  iron 
lasted  three  weeks;  and  phosphor  bronze  cloth  lasted  several  times  as  long  as 
brass  clofh. 
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The  screen  at  Mill  73,  when  new,  measures  0.018  inch  thick  with  buhr  on, 
or  0.013  inch  with  the  buhr  filed  off.  After  being  worn  about  14  days  it  meas- 
ures 0.011  inch  and  although  the  holes  have  not  visibly  enlarged,  the  screen  is 
discarded,  because  it  is  so  thin  that  it  begins  to  tear.  This  indicates  that  the 
faces  of  the  plates  wear  faster  than  the  sides  of  the  holes.  At  this  mill  better 
results  have  been  obtained  with  burned  tin  plate  than  with  round  or  slotted 
Russia  iron  or  with  wire  cloth  and  at  the  same  time  it  is  much  cheaper.  Tin 
plate  costs  a  little  less  than  12  cents  per  square  foot,  while  Russia  iron  costs  from 
40  to  75  cents  per  square  foot. 

§  156.  The  Slope  of  the  Screens  varies  in  the  table  from  vertical  to  20° 
from  the  vertical;  10°  is  by  far  the  most  common.  The  vertical  screen  has 
hydraulic  pressure  alone  acting  to  discharge  the  particles  of  crushed  ore,  while 
a  sloping  screen  adds  the  force  of  gravity  which  increases  with  the  slope.  A 
sloping  screen  tends  to  retard  the  falling  grains,  thereby  hastening  discharge. 
The  greater  the  slope,  however,  the  greater  will  be  the  tendency  to  blind  the 
screen.     After  a  number  of  tests*  *•  to  obtain  the  slope  of  greatest  efficiency  of 


FIG.    121. — FRONT  OF  MORTAE,   SHOVTING  SCREEN   IN   PLACE. 

discharge,  the  screen  of  the  Newton  mortar  (see  Figs.  114a  and  114&)  was 
made  to  slope  12°  from  the  vertical. 

§  157.  Screen  Frames. — (See  Fig.  112c.) — They  are  made  of  wood,  rarely 
of  iron.  The  wood,  from  1^  to  2  inches  square,  is  framed  and  pinned  together 
at  the  corners.  They  may  be  shod  with  iron  plate  ^  inch  thick  at  the  three 
or  four  parts  where  the  keys  bear.  The  frame  is  often  divided  by  vertical  bars 
}  to  2^  inches  thick,  into  panels  which  range  from  2  to  8  in  number  (see 
Tables  95  and  96).  These  support  the  screen  but  lessen  the  area  of  discharge, 
(see  §  191.)  The  pieces  of  screen  are  tacked  to  the  inner  side  of  the  screen 
frame  so  as  to  fill  the  panels,  or  to  extend  continuously  behind  the  uprights, 
and  a  strip  of  sheet  rubber,  gunny  sack,  or  blanket,  is  nailed  to  the  screen 
frame  in  such  manner  as  to  make  tight  joints  against  the  planed  faces  of  the 
mortar. 

Mill  64  uses  a  double  screen  frame  (see  Fig.  121).  The  inner  or  main  frame 
A  is  keyed  tight  to  the  mortar,  as  is  usual.  The  outer  frame  B  carries  the 
screen  and  is  attached  to  the  main  frame  by  three  iron  cleats  C  below  and  two 
wooden  wedges  D  above.  The  advantage  of  this  lies  in  the  shortened  time  of 
changing  screens  and  the  greater  freedom  of  discharge.  Both  frames  have  to 
be  removed  at  the  clean  up. 

The  frames  may  be  inverted  to  even  the  wear  on  the  screen,  and  if  the  top 
bar  is  narrower  than  the  bottom,  the  additional  advantage  of  adjusting  the  height 
of  discharge  will  be  obtained. 
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In  Mill  68  a  graded  set  of  frames  is  used  in  which  the  bottom  bars  are  5,  3^ 
and  IJ  inches  wide  respectively. 

As  seen  in  Figs,  llla-1146,  the  frame  is  driven  carefully  down  in  the  two 
end  grooves  to  a  bearing  by  a  mallet  and  a  long,  vertical  key  wedge  is  driven  in 
the  groove  at  each  end,  forcing  the  end  bars  of  the  frame  to  a  tight  bearing 
against  the  planed  faces  of  the  mortar,  and  one  or  two  horizontal  keys  are  driven 
at  the  bottom  against  lugs,  doing  the  same  for  the  bottom  bar.  The  end  wedges 
have  large  heads  for  ease  of  removal.  The  bottom  wedges  can  be  driven  out 
backward. 

At  the  Homestake  (see  Figs,  llla-lllc)  and  Caledonia  mills,  Mill  67  and  Mill 
77,  a  space  is  left  above  the  screen  frame  for  the  removal  of  chips,  rope,  grass, 
etc.  This  is  closed  with  a  board  which  comes  to  the  frame,  or  a  canvas  curtain 
which  laps  inside.  At  Mill  73  in  four  batteries  a  little  door  is  made  in  the  end 
panel  at  which  the  chips  collect.  In  the  eight  other  batteries  the  chips  are 
removed  from  above  the  screen.  These  chips  are  gathered  and  burned  from 
time  to  time  and  the  gol^  extracted  from  the  ashes.  This  furnace  is  5X8  feet 
and  has  cement  floor,  15  inches  above  which  are  placed  the  grate  bars.  The 
top  of  the  arch  is  3  feet  above  the  grate  bars.  There  is  a  charging  hopper  at 
the  top,  with  a  door.  The  ashes  are  screened  to  remove  nails  and  then  ground 
in  the  clean  up  barrel  with  10  pounds  of  mercury  for  six  hours.  By  burning 
all  the  wood  used  around  the  mill  they  save  from  6  ounces  to  2  pounds  of  amal- 
gam per  month.  In  some  mills  old  screens  are  allowed  to  rust  to  pieces  under 
the  action  of  the  weather  assisted  by  salt,  and  a  considerable  amount  of  gold 
is  obtained. 

§  158.  A  Canvas  Shield  is  suspended  in  front  of  the  screen,  or  a  Splash 
Board  of  wood  (see  Fig.  437)  is  used  to  stop  the  spatter  caused  by  the  stamping. 
In  Mills  56,  61,  62,  63,  71  and  76  splash  boards  are  used  and  all  except  Mill 
63  have  amalgamated  copper  plates  upon  them.  In  Mills  56,  61,  62  and  76  the 
boards  are  14,  7,  12  and  8  inches  wide  respectively.  They  are  all  inclined 
upward  and  outward  so  that  the  attendant  can  view  the  screen.  At  the  South 
Clunes  United  mill,  however,  it  is  inclined  downward  and  outward.  Canvas 
shields  are  used  in  Mills  55,  57  and  67.  Mills  65^  73  and  74  have  a  combina- 
tion wooden  splash  board  and  canvas  shield.  A  board  \  inch  thick,  12  inches 
wide  and  extending  the  length  of  the  mortar,  is  suspended  vertically  from  the 
screen  frame  by  two  hooks  and  eye-bolts  so  as  to  swing  freely.  To  the  lower 
edge  of  the  board  is  tacked  a  strip  of  canvas  6  inches  wide,  which  confines  the 
splash  to  the  apron. 

TABLE    102. — CHUCK    BLOCKS. 


Mill  No. 

Number  Used. 

Height  of  Chuck  Blocks. 

SO 
61 
62 
64 
66 
67 
71 
84 
OIdhaai>««. 

1-inch  difference. 

Mnch  sections. 

H  and  6  Inches. 

^-inch  dlflFerenoe. 

7  and  5  Inches. 

10.  8  and  6  inches. 

4  of  lU  Inches,  1  of  2  inches. 

3,  2  and  1  inch. 

14  inches,  downward. 

1,  Id  sections 

2 

1,  in  sections 

3 

1.  In  6  sections 

8 

Several 

§  159.  Chuck  Block. — This  is  a  block  commonly  made  of  two  pieces  ol 
plank  of  the  forms  shown  in  Figs,  llla-1146.  When  used  it  is  put  under  the 
screen  frame  and  serves  to  raise  or  lower  the  height  of  discharge,  also  to  serve 
as  a  support  for  the  front  inside  amalgamated  plate.  It  is  generally  made  in 
either  bro  or  three  heights,  interchangeable.     None  are  used  in  Mills  27,  55, 
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56,  68  and  82.  They  are  used  in  Mills  59,  62,  63,  64,  65,  67,  71,  72,  73,  74,  75 
and  83. 

The  different  heights  are  shown  in  Table  102.  The  high  wooden  chuck  block 
of  Mill  67  and  the  Oldham  mill  (see  Figs.  1136  and  113c)  gives  a  spring  which, 
though  slight,  settles  the  amalgam  layer  in  the  sand  to  2  inches  below  the  sur- 
face of  the  sand,  while  an  iron  chuck  block  settles  it  to  only  1  inch  below  the 
surface.  This -mortar  has  a  sill  only  2  inches  above  the  bottom  of  the  mortar. 
The  same  thing  would  be  true  in  comparing  this  wooden  chuck  block  with  a 
solid  iron  front. 

The  Oldham  chuck  block  is  made  of  wood  faced  with  thin  steel  plate,  and  a 
tight  joint  between  it  and  the  mortar  is  made  with  sheet  rubber  packing.  The 
chuck  block  of  Mill  62  is  faced  with  an  iron  plate. 

At  the  Cover  mill,  Amador  County,  Cal.,  a  curved  chuck  block  (see  Fig.  122), 
gave  more  rapid  discharge  of  the  pulp  than  a  straight  chuck  block  (see  Fig.  123). 

§  160.  Lip  Apron.— This 
is  a  cast-iron  extension  of 

COPPER  PLATE  _/-*''""''       COPPER  PLAT E-jT  ^^^   ^^P    ^'^^^^   ^^^   ^^ 

nHur^  B.  o«.f^i^^^«c«Etii       flanged,  faced  and  bolted  to 

CHUCK  «»-«^»^^^"^«  y^Kl'*^"*  ^^"^  "'^'^^'''  *®  '^   ?'^-    ^^^^' 

UP  OF  MORTAR^^^^jj^        LIP  Of  iicRTAR.J^^^|^^  OF  may  bc  cast  directly  on 

the  mortar.     It  conveys  the 
pulp  from  the  screen  to  the 
amalgamated  plates  below. 
FIG.  122.  FIG.  123.  The  ordinary  lip  is  about  6 

FIG.     122.— CURVED    CHUCK    BLOCK.      FIG.     123.-  ^"^^^J^^r^r    ^'^  ^'^'  ^^^'^ 

STRAIGHT  CHUCK  BLOCK.  f^^]^  ^.^^^^P  ap^oji  may  ex- 

tend  it  to  a  total  of  20 
inches  and  at  the  outer  end  it  may  be  supplied  with  a  distributing  box  the  full 
width  of  the  mortar,  with  holes  evenly  lined  and  spaced.  It  serves  for  dis- 
tributing pulp  evenly  to  the  plates  that  are  to  follow,  and  also  for  a  holder  for 
the  battery  cleanings  at  the  clean  up.  The  usual  practice  in  this  country  is  to 
dispense  with  the  wide  lip  apron  and  distributor. 

§  161.  Inside  Amalgamated  Plates. — These  are  generally  of  soft  annealed 
copper  plate  ^  inch  thick,  simply  coated  with  quicksilver,  sometimes  also  silver 
plated.  Amalgam  accumulates  so  rapidly  on  them,  however,  that  silver  plating 
is  not  really  necessary.  They  are  used  to  catch  gold  in  the  battery,  utilizing 
the  impact  of  the  gold  particles  derived  from  the  swash  of  the  stamp,  as  a  means 
of  obtaining  contact  of  the  gold  with  the  plate.  If  placed  too  near  the  stamp, 
the  amalgam  is  scoured  oif.  Custom  favors  a  single  plate  in  the  front  of  the 
mortar  between  A  and  B,  Fig.  112&.  A  few  mills  use  front  and  back  plates, 
as  in  Fig.  114&.     One  mill.  Phoenix,  Arizona,  uses  back  plate  only.** 

The  objections  to  the  use  of  back  plates  are:  (1)  They  widen  the  mortar, 
and  diminish  thereby  the  speed  of  stamping;  (2)  they  cannot  be  adjusted  easily 
to  suit  the  height  of  the  die,  and  (3)  they  are  ordinarily  out  of  sight  in  the  dark, 
and  difficult  to  care  for  properly.  The  E.  P.  Allis  Co.  partially  overcame  these 
objections  by  making  a  mortar  with  an  opening  in  the  recess,  for  removing  the 
back  plate  as  in  Fig.  1146. 

In  the  mills  visited  by  the  author  no  inside  plates  are  used  in  Mills  27,  55, 
56,  58,  68,  82,  83,  84  and  87.  They  were  formerly  used  in  Mills  68,  82  and  83, 
l)ut  were  condemned,  as  they  gave  extra  work  of  cleaning  up  with  no  extra  catch 
of  gold  to  compensate ;  in  fact  Mills  68  and  82  report  a  greater  extraction  when 
outside  plates  only  are  used.  Both  front  and  back  plates  are  used  in  Mills  70, 
77,  85  and  88.  In  Mill  77  they  are  of  plain  copper  f^  inch  thick ;  the  front  is 
6X54  inches  and  is  vertical;  the  rear  is  12X54  inches  and  slopes  40**.     In  Mills 
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70  and  85  they  elope  60''  (see  Fig.  1146)  which  dope  was  the  result  of  experi- 
ment. In  the  remainder  of  the  stamp  mills,  front  plates  only  are  used  on  the 
chuck  block.     The  details  of  some  of  these  are  given  in  Table  103. 

TABLB    103. — ^INSIDE    PLATES. 


MlUNo. 

Length  of 
Plate. 

Width  of 
Plate. 

Thickness 
of  Plate. 

Plain  Copper  or 
SUverHaJted. 

61 
64 

(t)g 

78 
74 
76 

Inches. 
68 

48 
60 
46 
48 
48 
48 
48 
48 
48 

Inches. 

6 
8 

6 
8 
8 

Inches. 

SUverpUted. 

H 

Plain  copper. 
Plain  copper. 
Plain  copper. 

\k 

H 

Plain  copper. 
Plain  copper. 

The  plates  are  curved  to  suit  the  chuck  block  in  Mills  61,  62,  64,  72  and  76. 
They  are  plane  surfaces  in  Mill  59,  to  avoid  scouring.  They  slope  45°  in  Mill 
57.*  In  Mill  67t  the  upper  \\  inches  of  the  width  is  on  the  chuck  block,  and 
slopes  45*"  upward  and  outward.  The  lower  \  inch  is  bent  at  right  angles  to 
form  a  90°  gutter  which  makes  an  efficient  catcher  of  amalgam.  Mills  73  and  74 
have  the  upper  half  of  the  plate  sloping  45°,  while  the  lower  half  is  vertical. 
Below  the  lower  edge  of  the  plate  and  lapping  over  i  inch  on  the  plate  is  a  iX2- 
iDch  horizontal  iron  strip  bolted  to  the  chuck  block.  At  the  bend  in  the  copper, 
or  about  2  inches  above  the  bottom  iron,  is  bolted  a  second  strip  JX^  inch. 
These  strips  protect  the  plate  from  scouring  and  increase  the  catch  of  amalgam. 
It  is  natural  that  the  currents  should  more  perfectly  follow  a  curved  surface 
than  a  sharply  bent  angle,  such  as  is  needed  with  a  flat  plate.  The  back  plates 
are  generally  flat  and  are  placed  in  a  special  recess  under  the  feed  chute,  and 
are  held  in  place  by  bolts  or  wedges  (see  Fig.  1146). 

For  further  details  on  amalgamation  and  the  care  of 
.plates,  the  reader  is  referred  to  Chapter  XVII.  on 
amalgamation. 

§  162.  Dies. — These  are  the  wearing  parts  upon 
which  the  rock  is  crushed  by  the  falling  stamp.  They 
lie  in  the  bottom  of  the  mortar  and  relieve  it  from  the 
wear  due  to  crushing. 

Dies  are  made  cylindrical  with  axes  vertical.  They 
are  held  in  place  either  by  a  cylindrical  socket  in  the 
bottom  of  the  mortar,  by  lugs  cast  upon  the  dies  (see 
Fig.  124),  which,  when  turned  90°  under  flanges  on 
the  sides  of  the  mortar,  lock  the  dies  in  place  (used 
more  particularly  in  dry  crushing),  or  most  commonly  of 
all,  by  having  square  flanges  or  foot  plates  as  in  Fig.  125, 
ca&t  upon  the  bottom  of  cylinders  which  are  large 
enough  to  practically  fill  the  whole  space  of  the  bottom  of  the  mortar,  and, 
therefore,  line  up  the  dies.  Hexagonal  dies  with  sand  packed  around  them,  are 
used  at  South  Clunes.**  Dimensions  of  various  dies  are  given  in  Tables  104 
and  107. 

Mill  77  uses  cylindrical  dies  sitting  in  circular  sockets  with  tailings  packed 
around  them.  All  the  other  mills  visited  use  the  square  base  with  comers  left 
off  for  ease  of  removing  the  dies  with  a  bar.     New  dies  are  3  to  7^  inches  high 

•  Fig.  1126.    t  Fig.  118c. 


PIG.  124.     FIG.  125. 

PIG.  124. — DIE  WITH 
LUGS.  FIG.  125.— 
DIE  WITH  FOOT 
PLATE. 
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and  when  worn  are  ^  to  4  inches  high.  The  dies  are  8  to  9^  inches  in  diameter. 
In  Now  Zealand,  one  mill  is  given  at  10  inches,  in  Australia,  one  at  10^  inches. 
They  range  from  47  to  160  pounds  weight  when  new,  and  from  17  to  50  pounds 
weight  when  worn  out.  The  materials  cost  from  2^  to  11  cents  per  pound,  and 
are  of  gray  to  mottled  •"  iron  chilled,  of  white  iron  chilled,  unchilled  cast 
iron,  wrought  iron,  high  manganese  cast  iron,  cast  steel,  forged  steel,  chrome 
steel  and  manganese  steel.     Cast  iron  is  chilled  only  above  the  foot  plate. 

Further  details  will  be  given  in  §  165,  where  shoes  and  dies  are  discu^ed 
together. 


TABLE    104. — ^DETAILS   OF  DIBS. 


BfiUNo. 


27... 
66... 
66... 
67... 
61... 
60... 
64... 
78... 
77... 


84. 

87. 

Homestake.. 
North  Star. . 

Oldham 

Caledonia... 
LiDooln 


Space  between 
Dies. 


Inches. 


,t 


«.. 


Space  between 

Dies  and  End 

of  Mortar. 


Inches. 
8 
1 
8 


«U)1« 


Foot  Plates. 


Length. 


Inches. 


10 


'io'  ■ 


Width.      Thickness. 


Inches. 


10 


lOX 


10 

'ioii' 


10« 
10 


Inches. 


IM 


IH 


154' 

•jij- 


Crack  between 
Footplates. 


^ 


Diameter 
oTDia. 


FIG.  126. 
SHOE. 


§  163.  False  Bottoms  may  be  used  to  raise  the  dies  when  the  latter  are  partly 
worn  to  compensate  for  the  wear  and  to  lengthen  the  life  of  the  die,  and  also  to 
protect  the  mortar.  The  practice  of  the  mills  is  as  follows:  None  are  used  in 
Mills  27,  55,  56",  58,  59,  60,  61,  62,  67,  68,  76,  77,  82,  87  and  88. 
Mills  65,  73  and  74  use  them  simply  to  protect  the  mortar  and  keep 
them  in  all  the  time.  At  Mill  74  a  false  bottom  consists  of  five  cast- 
iron  blocks.  Mill  59  formerly  used  old  dies  to  block  up  half  worn 
dies.  Mill  57  has  false  bottoms  of  cast  iron  2  inches  thick  in  two 
pieces  in  each  mortar.  They  are  put  in  when  the  die  has  worn  2 
inches  and  add  10  days  to  the  life  of  the  dies.  They  break  oftener 
than  individual  blocks.  Mill  64  uses  false  bottoips  made  up  of  three 
pieces,  each  16  inches  long,  12  inches  wide  and  3  inches  thick.  They 
are  still  good  after  six  years.  Mill  Q^  uses  false  bottoms  of  cast  steel 
2^  inches  thick.  Mill  84  uses  false  bottoms  consisting  of  one  piece  for  a- mortar. 
•It  is  51  inches  long,  10^  inches  wide  and  3^  inches  thick.     It  lasts  12  months. 

At  South  Spring  Hill  mine,  Amador  County,  Cal.,  a  3-inch  steel  false  bottom 
is  used  all  in  one  piece.*^  At  the  Phoenix  mill,  bars  3  inches  square  are  used 
with  sand  packed  around  them.^^  At  South  Clunes,  Victoria,  sand  is  used  until 
the  layer  is  2  inches  thick.  Then  a  false  bottom  is  put  in  which  consists  of 
three  castings,  two  end  ones  for  two  dies  each,  and  a  middle  one  for  the  middle 
die.^*  This  use  of  sand  is  common  in  Australia.  Hardman  points  out  that  it 
is  unusual  to  bed  dies  upon  tailings  in  America,  since,  in  that  case,  the  dies 
being  not  on  a  solid  foundation,  do  not  receive  a  solid  blow,  cannot  be  depended 
upon  to  remain  at  uniform  height,  and  their  bottoms  wear  fast  and  eventually 
become  rounded. 

The  Father  de  Smet  mill  condemned  false  bottoms,  beca<lse  they  cut  down 
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the  capacity  of  the  mill.'"  Since  the  effect  of  the  blow  of  a  stamp  is  largely 
depenctent  upon  the  solidity  of  the  die,  the  false  bottoms  probably  diminish  the 
capacity  of  the  stamps,  and  it  is  questionable  whether  this  loss  is  not  greater 
than  the  gain  by  using  them. 

The  Stamps. — (See  Fig.  90.) — Each  consists  of  a  stamp  stem  or  rod,  a 
tappet  by  which  it  is  lifted,  a  shoe  to  strike  the  blow,  and  a  boss  or  stamp  head 
to  connect  the  shoe  to  the  stem  and  to  give  added  weight. 

§  164.  The  Shoe  (see  Fig.  126),  as  now  universally  adopted,  consists  of  a 
cylinder  or  butt,  surmounted  by  a  truncated  cone  or  shank.  The  diameter  of 
ihe  butt  is  generally  the  same  as  that  of  the  die,  and  ranges  from  8  to  9^  inches. 
In  Australia  they  reach  9f  inches.  The  author  notes  exceptions  to  the  above 
statement,  given  in  Table  105.    Loring'^^  reports  that  at  Mills  65,  73  and  74> 

table  105. — ^diameters  of  shoes  and  dies. 


MiUNo. 

Diameter 
of  Shoe. 

Diameter 
of  Die. 

Authority. 

66 

Inches. 
9 

Inches. 
Sllffhtl^Utfger. 

Author. 

Author. 

Author. 

F.  T.  Baydfw*-. 

F.  M.  Dmke>««. 

T.  A.  Blokardo. 

77 

SI 

Newton 

Wentworth  Gold  Fields  Co 

Saxon  Mill,  Thames  District,  N.  Z. 

he  has  obtained  better  results  with  an  SJ-inch  shoe  and  an  8f-inch  die  than 
with  shoe  and  die  both  8^  inches.  The  reason  is  that  there  is  always  more  or 
less  play  in  the  stamp  stem  guides  and,  consequently,  where  the  shoe  and  die 
are  of  the  same  diameter,  the  shoe  may  overhang  the  die  and  the  whole  crushing 
surface  is  not  utilized.  A  greater  difference  in  diameter,  however,  than  J  inch 
will  cause  "cupping"  and  consequent  loss  of  efficiency. 

The  butt  of  the  shoe  ranges  from  5^  to  10  inches  high  when  new  and  from  i 
to  2  inches  high  when  worn  out.  The  weights  range  from  85  to  198  pounds 
new,  and  from  20  to  56  pounds  when  worn  out.  The  details  of  the  shanks  of 
various  shoes  are  given  in  Table  106. 


TABLE    106. — SHOE   SHANKS   AND   BUTTS. 


Mill  or  Manufacturer. 


Oldham  Mfll 

Homestake  MIIL 

Father  deSmet  Mill. 

Providence  Mill 

M1U57. 

MI11fl2. 

MO!  07. 

Mill  78  (a). 

Mfll  84 

E.P.  AHIsOo. 

Fnwer  A  Chalmers.. . 


Dkuneter 
of  Butt. 


Inches. 


-Si- 


Helirht  of 
Butt. 


Inches. 
8 
10 
6 

7 
9 

9 
8 


Hef  Kht  of 
Shank. 


Inches. 
5 

6 
5 
6 
6 
6 
6 


Diameter 

of  Lower 

Base  of 

Shank. 


Inches. 


Diameter 

ofUppw 

Base  of 

Shank. 


Inches. 


Taper  of 

Shank  per 

Foot. 


Inches. 
2.4 
2.73 
2.57 


8.5 

1.06 

2.4 

2.4 

1.2 

2.4 

1.71 


Ratio  of 
Diameter 
of  Butt  to 
DiaraetM* 
of  Lower 
Base. 


1.88 
1.79 
1.88 


l.fiO 
1.88 
1.88 
1.78 
1.89 


2.00 


(a)  Lorlnic  reports  that  manj^uiese  steel  shoes  in  this  mill  were  cast  with  a  2U-inch  hole  8^  Inches  deep  In 
the  slunk,  which  made  a  saying  of  about  8  pounds  of  metal  or  25  cents  plus  the  freight. 


The  rounding  of  the  junction  between  the  shank  and  the  butt  is  to  prevent 
fracture  at  that  point  and  also  to  prevent  contact  between  the  butt  and  the 
boss.     Some  manufacturers  consider  the  rounding  unnecessary  and  omit  it. 
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In  regard  to  the  taper  or  the  angle  of  the  shank,  the  more  acute  this  angle 
the  stronger  will  be  the  joint  between  the  boss  and  the  shoe,  but  the  greater  is 
the  tendency  to  split  the  boss  and  bottom  the  hole,  and  if  it  bottoms,  it  fails  to 
get  the  full  benefit  of  the  wooden  wedges. 

Shoes  are  made  of  chilled  cast  iroD,  unchilled  cast  iron,  high  manganese  cast 
iron,  chrome  steel,  cast  steel,  Wilson's  pressed  steel,  fagot  iron,  manganese  steel. 
For  cast  steel,  that  with  0.5%  carbon  is  best.*'  If  of  chilled  cast  iron,  the  butt 
should  be  cast  in  heavy  chills,  the  shank  cast  in  sand.  This  gives  hardness  to 
the  butt  and  toughness  to  the  shanks.** 

The  shoe  should  not  be  allowed  to  wear  so  thin  as  to  permit  undue  wear  on 
the  boss.    The  practice  is  shown  in  Table  107. 


TABLE    107. — STAMP    SHOES    AND   DIES. 

Abbreviations.— B.  Chr.  S.^Beasemer  chrome  steel;  Ct8.=cents;  Q.  M.  Ch.  I.  =QTnj  to  mottled  ^lilled 
iron;  H.  M.  C.  L=Hif?h  manfiranese  cast  iron;  In.sinches;  Lha.=  pounds;  M.  C.  I.  &  S.3BCixed  cast  iron  and 
steel;  M.  F.  S.=Midyale  forge  steel:  U.  H.  C.  I.=Unchilled  hard  cast  iron;  Wh.  Ch.  LsWhite  chilled  iron; 
Wh.  C.  I. = White  cast  iron;  wU.  P.  S.=r  Wilson  pressed  steeL 


i 

O 


97, Shoe. 
Die., 
Shoe. 
Die.. 
Shoe. 
Dl*.. 
Shoe. 

Shoe. 
Die  . . . 
Bluw* 
Die.. 
Shoe. 
Die.. 
Shoe. 
Dirt.. 
Shoe. 
Die. 


86 


T4 


77 


Die... 
Shoe,. 
Die . . . 
Shoe.. 
Dhj . . , 
Shoe.. 
Die  . . . 
Shoe.. 
Die  . , , 
Shoe.. 
Die  . . . 
Shoe.. 
Die  . . . 
Sho<».. 
Die.  , 
Shoe] 

Die... 

Shoe.. 

Die  . . . 

Shoe.. 

Dip , . 

Shoe  , 

Pit*  (e) 

Shoe 

Die. 

Shoe, 

We.. 

Shoe, 

Die. 


Material. 


Chrome  steel 
Chmeairon,. 
Chrome  steel 
Cast  Iron..,.. 
Wfl  R3.,.. 
Cbillf^  iron.. 
Cast  Hteel .... 

Cast  iron 

Cbin»Hl  iron.. 
ChillPd  irrin.. 
Chrome  »LeeL 
Chilled  iron.. 
Chilled  iron, 
Chilled  iTOD. 
Chrome  nti^pel 
U.  H.C.  I.  .. 
Forjiedate^l. 
Fori?*'!:!  st^^L 
Cbilleti  iron.. 
Chilk'ii  iroD  , 
Chilled  iron.. 
Clillifd  iron. . 
Chrome  ifd-^l 
White  iron.. 
Chille<1  irnn, 
n.  M,Ch.  L.. 
H.  H.  C.  I. 

K.  M.  c.  r..., 

B.  Chr.  ■^.... 
B.Ght.  S.... 
ChJlled  iron. 
Chilled  Iron. 
Chilh^d  iron. 
Chilled  iron. 
ChllUvi  iron. 
Clirome  arefll 
ChilHl  iron,^ 
Chromei  ttt^el 
White  iron. . 
Chrome  steel 
White  iron. . , 

Wh,C,  1. 

Wh,  CI 

rhiUed  iron . 
M.  C.  L&S., 
Chilled  iron.. 
Chilled  Iron. 
Chrome  staoL 
Chrome  *t^l, 


Urn. 
1% 

ISO 
90 
13S 
100 
lliS 

]<» 

175 
130 
180 
110 
156 


153 

in 

159 
IBO 
150 
100 
170 

ia5 


140 

les 

110 
130 

lao 


150 
90 


IrreK 

lao 

100 


Iflif 

112 

1G0 
100 
Sfi 
47 
1J«) 

leo 


Ntjff. 


i 


la. 

7 
Q 


OH 


7 


4 

ular 


G 
10 
7 

f 

7 


SH 


s 

m 


m 


n 


m 


wear 


m 


a 


cu. 

6 


e 

3 

e 

4 

e 


^y.35 


Woffl  Out. 


.IS 


4f> 

35 
4U 


m-m 

S-4 


m 


1  -m 

4 


Life. 


Tons. 

as4 

119 
4l» 
940 
«O0 

eoo 

W8 
1A8 
SQO 
BOO 
S36 
00 


314 

ma 

itKM-ori 

leo-yoo 

ISO 
]@0 

V7^ 


E70 

11^ 

ISA 

157 
B45 


140,4 
14a. 4 

ns^io 


TOO 
SIO 


3-3.5 
4ii0 

84 
!0S 
171 

ass 


Da: 


ISO 

eo 

tfiO 
JOO 

tl^ 

§0 
t«0 
150 
150 

m 


B3-14P 

m>-07 

9U-KV) 
B0-i5i« 
00 

so 

75 

90 


S.OO 

S.OO 

a. 17-5.74 


00 
4^ 

m 
m 

90 
140 


01 
Bl 

70-84 


9QQ 
00 


94 
04 

100 
90 
75 
91 
05 

140 


NetOoet 

per  Ton 
CrunhtsJ 


Cents, 


0.016 
3.08 
2,40 


4.5 


t.13 
J.4fi 


S.S7 
t.54-«.00 

«.in 
1.69^.01 


a,Qo 

1.74 


1.33 
0.828 
3.70-3.rs 
1.41! 
S.^ 
1.4& 

Me 

3.49 


KetWnr 

of  Iron 
per  Ton 
Cniabfll 


FOuodi. 

0.7B0 
0.319 
0.1^7 

o.m 

0.406 


0.777 


0.8I»» 
O.ACS 

0.515^.306 
0.450-0.5(i? 

0.583 
0.4.^ 
0,37f 


0.8?Q 
0,480 
0.738 

o.$eo-D,4ao 

0,fl05 
0.»7-0.3S7 


o.atft 

0J>'* 
0,300-0  S» 
O.Sil 
0  "nw 

0.4« 

o.si: 
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TABLE  107. — Continued. 


& 

Material 

New. 

Worn  Out. 

Ufe. 

Net  Cost 
per  Ton 
Crushed 

c 

1 

1 

p 

1 

g 

$ 

Net  Wear 
of  Iron 
per  Ton 

Crushed. 

Wt 

Shoe.. 
Die... 
Shoe.. 
Die... 
Shoe.. 
Die... 
Shoe.. 
Die... 
Shoe 

Ohllled  iron.. 
Chilled  iron.. 

M.  F.  S 

Chilled  Iron.. 
Chilled  iron  ff 
Chilled  iron  g 
Chilled  iron. . 

Lbs. 
150 
100 
175 
100 

In. 
6 

4 
8 
7 
8 

In. 

Cts. 
5 
6 

Lbs. 
50 
80 
85 
80 

Inches. 
S 
8 

8 

Cts. 

Tons. 

84 

84 

887.5 
157.6 

42 
01 
54 

Cents. 

Pounds. 
1.100 

0.888 

84 

0.615 

0.444 

87 

88 

Chilled  iron.. 

h 

8 
CM 

^ 

Die ... 

i 

Shoe.. 
Die... 
Shoe.. 
Die... 

Shoe] 

Die.. I 
Shoe.. 
Die... 
Shoe.. 

Steel 

189 
100 
1S8 
03 

0 

88 
40-45 

48 
45 

m 

860 
160 

88 

180 

80 
148 

56 
.    00 

80^ 

00 
00 

5.27 
ti.48 
8.71 
8.00 

0.465 

Case  iron 

Chrome  steel 
Cast  iron.... 
Steel 

0.850 

j 

8 
6 

0 
0 

6 

it^ 
4H 

s^ 

0.456 
0.544 

Ir 

Chilled  Iron.. 
ChOlediron.. 
ChiUediroD.. 
Wh.Ch.1.... 

1% 
06 

140 

leo 

104 

80 

7 
6^ 

^ 

r 

1 

800 
800 

0.850 

7 
6 

4 
10 
6 

8 
10 

88 

0.400 

Die.  . 

Shoe.. 
Die... 
Shoe.. 
Die... 
Shoe 

Chilled  Iron.. 

0.006 

UnchlU'diron 

Cast  iron 

Wrought  iron 

152 

0.467 

Q 

1  080 

0.418 

P 

Die... 

4 
0 
9H 

lOH 

9 

Shoe.. 
Die... 

Cast  iron.... 
Wrought  iron 

108 
80 

1.100 

0.804 



(a)  The  height  of  a  shoe  does  not  include  the  shank;  that  of  a  die  includes  the  foot  plate.    (5)  Plus  two 


cento  freight.    (e)PluB  0.15  cent  freight    (d)  Delivered.    («)  Steel  wears  8^  to  8  times  as  long  as  iron.    (/) 
"*'  *   "  "  ■  ^  ^  .  .  .  ^  ..    ^jugjjjngg  QQ^  ua^  g^jpQ  furnished  by  the  Brooklyn  Chrome  Steel 

O)  North  Star  (Rickard).    (Ae)  Providence.    (/)  Caledonia,    (m) 
(o)  For  tuna  (Australia),    (p)  Catherine  (Australia).    (9)  Pearl 


SUghtly  over  8  inches,    iff)  A  large  part  of  the  castings  now  used  are  furnished  by  the  Brooklyn  Chrome  Steel 
Works,  (fc)  Oldham.  X<)I*o«'Hl-8*««L<A.*»^*?^-    ' ~ '^  '   '     ' 


Father  de  Smet. 
(Australia) 


(n)  Thames  (New  Zealand). 


Table  108,  taken  from  Rickard,**  Bhows  the  wear  of  shoes  and  dies  in  differ- 
ent districts,  as  affected  by  different  conditions. 


TABLE    108. — STAMP    SHOES   AND   DIES.    (From  Rickard.) 


Owtriet 


GOptai  Oonnty,  Oolo.. 

(a) 
QraM  Valley,  Cal  (5) 

ADgel*8  Camp,  Cal 

(c) 
Vammoth.  Arisona.. 

Bendigo,  Victoria  (e) 

Chines,  Victoria  (/X 

ThaaieB,NewZealand 

HarrtetviUe, 


Shoe...] 

Die....] 


Victoria  Shoe, 
Die. 


Shoe  or 
Die. 


Shoe. 
Die... 
Shoe.. 
Die.., 
Shoe.. 
Die.. 
Shoe.. 
Die.., 
Shoe.. 
Die.., 
Shoe.. 
Die. 


Material. 


Cast  iron 

Chrome  steel.... 

Cast  iron 

Chrome  steel.... 
Chrome  steel.... 

Cast  iron 

Chrome  steel.... 

Cast  iron 

Chrome  steel.... 
Chrome  steel.... 

Cast  iron 

Wrought  iron.... 

Cast  iron 

Wrought  iron.... 

Cast  iron 

Cast  iron 

Fagot  iron 

Fagot  iron 


New. 


Weight 


Pounds 

83 
111 

48 

66 
158 

08 
175 

06 
183 
120 
180 

08 
106 
188 
170 
103 
173 

84 


Cost 

per 

Pound. 


Worn  Out 


Weight 


Sells 
for  per 
Pound 


Pounds 
27 
81 
86 
25 
48 
45 
40 
85 
40 
87 
38 
86 
56 
80 
51 
42 
88 
37 


Life. 


Cost  per 

Toll 
Crufihel . 


Tons. 

80 
203 

78 
150 
251 

06H 
5^ 
275 
100 
240 
115 
835 
106 
420 
185H 
141 
185 
200 


Cents. 
8.88 
4.80 
8.18 
2.76 
6.17 
3.68 
2.70 
1.88 
7.64 
5.50 
8.66 
0.71 
4.67 
0.88 
8.40 
8.2s 
8.26 
1.47 


Wear  of 
Iron  per 

Ton 
Crushed, 


Pounds. 
0.700 
0.806 
0.288 
0.188 
0.414 
0.407 
0.280 
0.214 
0.484 
0.346 
1.280 
0.215 
1.320 
2.670 
0.878 
0.468 
0.784 
0.285 


(a)  No  hreaker.  no  feeder.  Ore  moderately  soft  Long  drop.  Variable  wear.  (6)  Rock  breaker  and  feeder 
used.  Ore  Tery  hard,  (c)  Bock  breaker  and  feeder  used.  Ore  soft.  Short  drop,  (d)  Rock  breaker  and  feeder 
used.  Ore  me^um  hard,  (e)  No  breaker  or  feeder.  Ore  medium  hard.  (/)  Feeder  used,  no  breaker.  Ore 
!■  quarts  ore.    iff)  Feeder  used,  no  breaker.    Irregular  wear,    (h)  No  breaker  or  feeder.    Ore  is  Tariable. 
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§  165.  Life  of  Shoes  and  Dies. — ^These  parts  diminish  by  the  cutting  action 
of  hard  rock  and  by  the  breaking  off  of  their  edges.  The  hardness  of  the  metal 
repists  the  first,  toughfiess  resists  the  second.  Uniformity  of  structure  is  desir- 
able for  resistance  to  either  loss.  It  follows  that  the  metal  must  be  hard,  tough 
and  of  uniform  structure. 

The  shoes  wear  faster  than  the  dies;  with  California  short  drop  1.2  to  1.8 
times  as  fast,  using  the  same  material  for  both;  with  Colorado  high  drop  2.5 
times  as  fast.  The  reason  of  this  probably  is  that  in  transmitting  the  force  of 
the  blow  from  the  shoe  to  the  die  through  the  rock,  energy  is  absorbed  in  frac- 
turing the  rock,  which  is  shattered  before  it  can  transmit  the  force,  and  to  a 
certain  extent  it  cushions  the  blow.  This  action  is  emphasized  by  the  fact  that 
the  die  is  usually  protected  with  a  layer  of  rock  slightly  thicker  than  that  for 
maximum  capacity,  in  order  to  prevent  the  dies  from  breaking.  The  life  of 
shoes  and  dies  is  increased  by  mechanical  feeders  and  by  preliminary  reduction 
with  rock  breakers,  as  is  shown  in  Table  108. 

The  shoes  and  dies  wear  to  uneven  surfaces,  but,  owing  to  the  revolution  of 
the  stamp,  the  unevenness  generally  has  a  certain  regularity  around  the  circle 
as  if  the  two  surfaces  were  turned  in  a  lathe.  Sometimes  the  shoe  wears  convex 
hemispherical  and  the  die  concave  to  fit  it,  but  perhaps  the  most  common  wear 
is  for  the  shoe  to  be  concave  in  the  center  and  convex  annular  around  the  edges, 
while  the  die  is  the  reverse  (see  Fig.  127).  At  the  Homestake  mill,  shoes  wear 
more  evenly  than  dies.**^ 

Tables  107  and  108  show  the  results  obtained  in  different  mills 

Son  various  materials  for  shoes  and  dies,  together  with  the  com- 
puted net  cost  and  net   wear  of  iron  per  ton   crushed,   which 
form  the  proper  basis  of  comparison.     They  show  that  chilled 
r— ' — — 1       iron  has  the  advantage  of  cheapness  of  first  cost,  and  if  a  foundry 
>'  l»     is  near  by,  the  further  advantage  of  low  freight  charges  and  a 

pia.  127. —  market  for  worn-out  parts.  It  has  shorter  life  than  the  steels. 
WORN  SHOE  The  various  steels,  of  which  forged  steel  is  perhaps  the  best,  add 
AND  DIB.  toughness  to  hardness  and  last  two  to  three  times  as  long  as  chilled 
iron,  and  therefore,  require  less  frequent  adjustment  of  drop.  In 
places  remote  from  a  foundry  where  chilled  iron  would  have  to  pay  freight,  steel 
has  a  great  advantage.  Steel  is  said  to  wear  to  less  even  surfaces  than  chilled 
iron.     Thus  Mill  69  reports  that  steel  dies  cup  badly. 

In  addition  to  the  data  given  in  the  tables,  Mill  73  reports  that  for  shoes 
weighing  160  pounds  white  iron  lasts  45  days,  while  chrome  steel  lasts  200  days. 
For  dies  weighing  100  pounds,  white  iron  lasts  60  days  while  chrome  steel  lasts 
90  days.  White  iron  costs  4|  cents  per  pound  and  chrome  steel  costs  8  cents 
per  pound.  The  white  iron  shoes  not  only  cost  more  per  ton,  but  they  neces- 
sitated a  much  more  frequent  setting  of  the  tappets.  Ferroaluminum  shoes 
were  tried  and  found  to  crack.  According  to  Loring'*®  manganese  steel  shoes, 
which  are  now  used  in  Mill  73,  last  296  days.  They  are  10  inches  high,  %\ 
inches  in  diameter  and  weigh  177  pounds  each  when  new  and  28  pounds  when 
worn  out.  They  cost  about  8  cents  per  pound  plus  the  freight.  He  also  reports 
the  life  of  hard  iron  dies  as  120  days.  They  weigh  84  pounds  each  when  new 
and  41  pounds  when  worn  out.  They  cost  4^  cents  per  pound  delivered  and  the 
old  dies  sell  for  1^  cents  per  pound.  These  figures  given  by  Loring  are  with 
stamps  9J  inches  apart  center  to  center,  with  dies  J  inch  larger  than  the  shoes 
and  with  linings  in  the  mortar,  while  those  obtained  by  the  author  are  with 
stamps  10  inches  apart  center  to  center,  with  dies  of  the  same  diameter  as  the 
shoes  and  with  no  linings. 

Mill  67  reports  that  steel  shoes  cost  6  cents  per  pound  and  last  twice  as  long 
as  chilled  iron.     Manganese  steel  was  tried  for  dies  and  found  to  splinter.     Pitts- 
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burg  cast  steel  lasts  longer  than  chrome  steel  or  high  manganese  iron,  but  it 
costs  10  cents  per  pound,  while  the  iron  costs  2^  cents  per  pound.  The  high 
manganese  iron  is  made  from  a  mixture  of  special  manganese  iron  and  foundry 
pig,  and  is  very  tough  and  durable. 

Mill  77  reports  that  chilled  cast  iron  has  always  proved  itself  most  economical 
for  shoes,  dies  and  heads  for  the  slow  drop  stamps,  but  on  quick  drop  stamps 
which  have  been  recently  added,  manganese,  chrome,  and  the  Midvale  Co/s  pro- 
jectile steel  have  all  proved  better  than  chilled  cast  iron. 

Mills  68  and  82  use  besides  chrome  steel,  various  makes  of  forged  steel,  such 
as  Bessemer,  English,  Wilson,  etc.  Iron  dies  are  preferred  in  connection  with 
steel  shoes. 

For  ease  of  managing  and  rapidity  of  crushing,  it  is  well  to  have  shoes  and 
dies  wear  out  together,  because  the  surfaces  are  then  alwavs  mated.  The  more 
rapid  wear  of  the  shoe  may  be  counteracted  by  the  use  of  long  life,  hard  steel 
shoes,  mated  with  the  chilled  iron  dies,  or  chUled  iron  shoes  mated  with  cast- 
iron  dies,  etc.  An  approximate  balancing  of  the  lives  of  the  two  may  thus  be 
made.  In  addition,  this  combination  of  hard  shoes  and  tough  dies,  is  said  to 
give  flatter  surfaces  and,  therefore,  higher  capacity  of  the  stamp.  The  lives 
may  also  be  balanced  by  varying  their  vertical  dimensions. 

It  is  important  that  not  only  should  the  shoe  and  die  wear  out  together  as  a 
pair,  but  also  that  all  the  dies  should  be  nearly  if  not  quite,  the  same  height  in 
the  same  battery,  to  maintain  the  same  depth  of  rock  on  their  surfaces  and  the 
same  height  of  discharge.  For  this  reason,  in  case  a  die  breaks  between  clean 
ups  a  partly  worn  die  of  the  same  height  as  the  others  should  be  put  in  to 
tie  its  place.  A  stock  of  partly  worn  dies  may  be  kept  on  hand  for  this  pur- 
pose. In  case  there  are  no  old  ones  on  hand,  a  complete  set  of  new  dies  should 
be  put  in.  Tlio  same  prcH^ecIure  is  to  be  recommended  for  shoes,  although  it 
is  not  so  important  as  with  dies.    The  practice  of  a  few  mills  is  as  follows : 

Mills  61,  62,  64,  67,  68,  82,  84  and  87  replace  a  broken,  half-worn 
shoe  or  die  by  another  of  the  same  size  from  the  stock  of  partly  worn 
shoes  and  dies.  Mills  27,  65,  73  and  74  ki^ep  their  dies  even  by  the 
above  method,  but  are  not  so  particular  about  their  shoes.  Mill  77 
puts  in  a  new  shoe  or  die.  It  may  be  further  remarked  in  regard 
to  Mill  67  that  shoes  never  broke  until  they  were  worn  down  to  2 
inches  high  and  the  dies  never  broke  at  all.  In  Mills  61  and  67 
one  battery  is  kept  at  work  wearing  out  old  shoes  and  dies. 

Where  mortars  are  cleaned  out  once  a  fortnight  the  shoes  and  dies 
FIG.  128.     *^  ^^^  ^P*  ^^  ^^  changed  between  clean  ups,  unless  there  is  a  break. 
At  the  clean  up,  if  a  set  of  shoes  and  dies  are  so  worn  that  they  will 
SECTION     not  last  till  the  next  clean  up,  they  are  replaced  by  a  set  of  new  shoes 
OP  BOSS,     and  dies.     In  some  mills,  for  example,  68,  77,  82  and  83,  the  mortars 
are  only  cleaned  up  when  the  shoes  and  dies  are  worn  out. 
§  166.  The  Boss  or  Stamp  Head  (see  Pig.  128)  is  cylindrical  of  the  diame- 
ter of  the  shoe  and  of  varying  lengths  (18  inches  is  common).     It  serves  to 
connect  the  stem  or  stamp  rod  with  the  shoes  and  also  to  bring  up  the  weight 
to  the  total  called  for.     It  has  a  socket  below  to  suit  the  shank  of  the  shoe,  and 
above,  for  the  taper  of  the  stem.     These  sockets  are  sometimes  connected  by  a 
small  hole  through  the  center  of  the  boss.     There  are  two  horizontal  keyways, 
generally  at  right  angles,  into  which  wedges  may  be  driven  for  removing  the 
shoe  and  the  stem. 

The  boss  is  made  of  a  tough  cast  iron,  or  less  frequently  of  steel.  Sometimes 
a  wrought  iron  ring  is  shrunk  on  the  top  or  bottom,  or  both,  to  prevent  splitting, 
the  boss  being  cut  away  to  receive  them  (see  Fig.  129).  If  the  rings  are  too 
thick,  they  are  a  source  of  weakness  rather  than  strength.    When  bottom  rings  are 
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used^  they  should  be  set  i  to  ^  inch  up  from  the  bottom  of  the  boss,  to  guard 
them  in  case  a  shoe  comes  oflE,  and  prevent  them  from  being  loosened  by  the  bat- 
tering which  follows.  A  loosened  hoop  is  worse  than  none  at  all.  The  use  of 
rings  is  now  going  out  of  practice  except  for  dry  crushing.  From  Table  109 
we  see  10  mills  out  of  13  use  no  rings,  two  mills  have  rings  on  top  only  and  one 
mill  has  rings  on  the  bottom  only. 

The  upper  socket  is  bored,  the  lower  is  left  rough.  The  joint  between  the 
boss  and  the  shoe  is  made  by  tying  on  a  set  of  staves  around  the  shank  of  the 
shoe  (see  Fig.  130).    These  are  |  to  J  inch  thick,  and  are  shaped  to  cover  the 


FIG.  129. — SECTION  OF  BOSS  WITH  RINGS.        FIG.   130. — STAVES  ON  SHOE  SHANK. 

slope  surface  of  the  shank.  They  are  made  of  sawed,  dry  pine,  which  swells 
much  with  water.  A  plan  for  saving  time  at  the  clean  up,  is  to  wrap  a  strip  of 
canvas  around  a  shoe  shank  and  tack  the  staves  to  this.  The  points  of  the  tacks 
striking  the  shoe  shank,  turn  up,  clinch  and  hold  canvas  and  staves  together. 
These  so-called  bracelets  or  collars,  are  readily  slipped  off  the  shank  of  the  shoe 
and  kept  in  stock.  In  dry  crushing,  staves  of  wrought  iron  are  often  used 
instead  of  wood.  Bosses  wear  around  the  bottom,  due  to  the  scour  of  the  sand 
and  water,  especially  when  the  shoe  is  nearly  worn  out.  The  sockets  may  also 
gradually  become  enlarged.  In  this  weakened  condition  the  boss  breaks  or 
splits.  The  final  break  may  be  hastened  by  an  accident,  such  as  a  shoe  falling 
off,  a  shoe  pounding  on  a  naked  die,  or  a  shoe  breaking  and  its  neck  being  driven 
up  into  the  head. 

Table  109  shows  the  details  of  the  bosses,  as  obtained  from  the  mills. 


TABLE  109. — DETAILS  OF 

BOSSES. 

Mill 
No. 

Material. 

Weight. 

Diameter 

L<>ngth. 

Cost  (a) 

Life. 

Rings. 

87 

Cast  iron 

Pounds. 
815 
850 
160 
880 
175 
800 
845 
890 
*200to810 
840 

my 

840 
800 
180 
180 
880 
840 
800 
888 

Inches. 

Inches. 
18 
18 
14 

Dollars. 

Years. 

Ontopoolj. 

55 

Chrome  steel 

80.00 
7.80 

5 

None. 

56 

Cast  iron 

None. 

57 

Cast  iron 

10 

15 

6 

Over  5 

None. 

68 

69 

11.00 

88.75 

14.60 

(5)Iron  10.00 

61 

Caststeel ... 

68 

Cast  steel 

8Hto89i 

88 
18 
18 
18 
19 
18 

None. 

64 

Iron  or  steel 

6 

On  top  only. 
None. 

66 

Cast  Iron 

67 

Hisrh  maoflranese  iron 

(e)8attop 

7.60 
8.19 

None. 

68 

Cast  iron 

Noue. 

78 

(/) 

75 

9.00 

8  to  10 
(d)» 

(rf)« 
ltolJ4 

76 

Cast  iron 

8 
8 
8M 

88 

18 
19 

77 

11.80 
8.19 

10.00 
9.68 

88 

Cast  iron 

None. 

88 

84 

Steel 

9 

18 

NOD& 

87 

Gnat  iron 

None. 

(a)  An  idea  of  the  value  of  worn-out  bosses  may  be  sained  by  reference  to  Table  107  of  Shoes  and  Diea  (6) 
steel  costs  980.00.  (c)Twooutof  SO  spUt  inSyeors.  (3)  If  no  aooideata  ooeur.  («)7H  inches  at  the  bottom. 
(/)  On  kwttom  only. 
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TABLE  110. — SOCKETS  IN  BOSSES. 


imior  Mamifftc- 
turer. 


MillTS 

OklbamMUL 

ELP.  AJUsOo. 

Fraaer  ft  CSbalmers. 


Stem  Sockets. 


Depth. 


Inches. 


Largre 
Diame- 
ter. 


Inches. 


Small 
Diame- 
ter. 


Inches. 


Taper 
Foot. 


Inches. 


0.44 
0.75 
0.48 


Shoe  Sockets. 


Depth. 


Inches. 
6 
6 


Large 
Diame- 
ter. 


Small 
Diame- 
ter. 


Inches. 


Taper 
I?ot. 


Inches. 
8.5 
8.1 
8.18 
1.6 


Length  of 
Boss. 


Inches. 

18 

18 
17  to  18 

18 


Diameter 
ofr 


Inches, 
(a)  8  at  top 


(a)  7^  inches  at  bottom. 

Comparing  Table  110  with  Tables  106  and  112  on  shoes  and  stems,  we  find 
that  the  stem  has  identically  the  same  taper  and  is  of  the  same  diameter  as  its 
socket,  while  the  shoe  shank  varies  a  little  from  that  of  its  socket,  being  rough 
cast.  With  the  stem,  the  socket  has  a  little  extra  length  to  take  up  the  jam  of 
the  stem.  With  the  shoe,  the  socket  has  also  spare  width  to  take  up  the  jam  of 
the  staves. 

§  167.  Stamp  Stem. — (See  Fig.  131.) — This  is  made  solid  of  wrought  iron  or 
mild  steel.  It  is  turned  to  true  cylinder  or  it  is  cold  rolled  and  has  a  taper  at 
both  ends,  so  that  it  can  be  reversed.  Its  duty  is  to  connect  the  tappet  with 
the  boss  and  transmit  rectilinear  oscillating  motion  from  the  cam  to  the  shoe. 


TABLE 

111. — ^DETAILS    OP 

STAMP 

STEMS 

Material. 

Length. 

Diameter. 

Taper. 

Amount 
of  Taper 
per  Foot. 

Weight 

Cost. 

Hfll 
No. 

Of 
Stem. 

At  End 

of 
Taper. 

Life. 

«7 

Mild  steel 

Ft.   In. 
18       0 
14       0 

13  0 

14  0 
14       0 

14  0 

15  0 

16  0 
14       0 
18      10 
14       0 
18       0 
18       0 
18       0 
14       0 
13       0 

13  0 

14  6 

Inches. 

8 

3 

Inches. 
^1 

Inches. 
6 

Inches. 
0.60 

Pounds 
840 
800 
888 
863 
890 
850 
456 
600 
800 
850 
840 
800 
825 
280 
800 
800 
800 
364 
800 
280 
425 
360 
485 

Dollars. 

Years. 

65 

SteeL 

8 

Several 

10 

Several 
(a) 

m 

Iron.. 

^ 

8 
6 

0.75 
0.75 

67 

Iron 

'A 

4.87 
15.60 
11.80 

69 

61 

St«eL           

8^ 

6 

0.60 

68 

Mild  steel 

64 

Iron  ....**••••.■•.•.•.•...■•..*•• 

aw 

4^ 

1.00 

12.00  tol8.00 

1 

65 

66 

Wrought  Iron 

67 
68 

Hammered  wrought  sorap 

8 

6 

0.50 

18.00 
28.20 

71 

7?? 

7B 



74 

75 

Reflned  iron....,  r.r,..T......rr.f 

Many. 

76 

77 

Cold  rolled  iron  not  turned 

Wrought  iron  - .  t  ■.  t ,,.,,..,,.,. 

11       0 
14       0 
18       0 
14       0 

P 

m 

S« 

0.41 

6  to  100 

88 

28.20 

if 

HA 

84 

Steel 

^ 

^ 

0.58 
0.67 

21.25 

87 

Wrought  iron 

1 

(a)TwelTeoutof  40  broken  in  6  years.    (6)  New  ends  welded  on  every  8  years,    (c)  Eighteen   out  of  110 
break  per  year,    (d)  Turned  to  8^  inches,    (e)  Indefinite. 

TABLE  112. — TAPERS  OF  STAMP  STEMS. 
(From  Authors  and  Manufacturers.) 


Diameter 
of  Stem. 

Diameter 
of  End. 

Length  of 
Taper. 

Taper 
per  Foot. 

Reference. 

Inches. 

Inches. 

Inches. 

Inches. 
1.0 
0.0 
0.05 
0.75 
0.48 
0.40 

Louis**  (usual). 

Loui8»«. 

Ix>uis»». 

E.  P.  Allis  Co. 

Fraser  &  Chalmers. 

Hardman""  at  Oldham  Mfll. 

1 

k 

5 

8A 

6W 

188  ORE  DRESSING.  §  168 

The  amount  of  taper  commonly  used  varies  from  0.40  to  1  inch  per 
•foot.  (See  Tables  111  and  112).  American  practice  seems  to  aver- 
age from  i  to  3  inch  per  foot,  while  the  English  practice  seems  to 
average  greater. 

A  stem  generally  breaks  just  above  the  head,  sometimes  just  below 
the  tappet,  the  points  of  greatest  strain.  In  the  former  case  it  can 
be  reversed  and  when  it  next  breaks,  it  can  have  new  pieces  welded 
on  the  ends  and  be  turned  down  anew,  or  be  turned  down  at  both 
ends  without  welding.  When  it  breaks  by  the  tappet,  the  two  parts 
can  be  welded  together  and  then  turned  down.  The  break  is  caused 
by  repeated  bending  stress  in  different  directions.  Some  authorities 
call  this  crystallization  due  to  shocks,  others  say  it  is  not.***  **♦  At 
the  Owyhee  mill  this  breaking  was  partially  remedied  by  boring  out 
the  boss  and  enlarging  the  stem  at  the  end.  The  Fortuna  mill, 
Bendigo,  uses  this  same  scheme.** 

The  details  of  stamp  stems  from  the  mills  are  given  in  Table  111. 
The  figure  on  life,  unless  otherwise  specified  or  very  long,  is  to  the 
time  of  the  first  break.  Thus  at  Mill  64  the  stem  lasts  one  year  be- 
fore it  breaks,  if  the  ore  is  broken  reasonably  fine  by  the  rock  breaker. 
In  two  years  both  ends  have  broken  and  the  stem  has  lost  ten  inches 
of  its  length.  It  is  then  taken  to  the  blacksmith's  shop  and  heated 
to  nearly  a  welding  heat  and  a  new  taper  forged  on  both  ends.  This 
answers  as  well  as  turning  the  taper  in  a  lathe  and  at  the  same  time 
destroys  any  remains  of  the  so-called  crystallization.  This  process  is 
repeated  every  two  years.  Usually,  in  eight  years  the  stem  is  too 
short  and  the  part  running  in  the  guides  shows  some  wear,  so  that 
it  is  discarded,  although  when  the  wear  is  slight,  a  new  piece  is  some- 
times welded  on  the  ends  and  it  is  good  for  several  years  more. 

§  168.  Tub  Tappet  is  made  of  either  cast  iron  or  cast  steel,  bored 
to  fit  the  stem  loosely.  It  serves  to  transmit  the  lifting  power  of  the 
cam  to  the  stamp.  According  to  Louis,  good,  close-grained,  tough 
cast  iron  is  better  than  any  other  material,  but  the  tendency  in  this 
country  seems  to  be  toward  the  use  of  steel.  It  is  reversible,  having 
a  flange  above  and  below;  the  lower  flange  receives  the  lifting  force 
from  the  cam.  The  gib  tappet  (see  Fig.  132),  invented  by  Zenas 
Wheeler,  is  attached  to  the  stem  -4  by  a  wrought  iron  or  forged  steel 
gib  B  and  two  or  three  keys  K,  The  latter  number  should  be  used 
for  heavy  stamps.  There  is  a  rib  cast  upon  the  side  of  the  tappet  to 
give  the  requisite  backing  for  the  keys.  The  gib  is  flat  on  the  back, 
FIG.  131.  concave  cylindrical  in  front  to  fit  the  stem,  and  is  set  rn  a  recess  in 
STAMP  ^YiQ  tappet.  The  keys  are  of  steel,  slightly  wedge-shaped,  and  force 
STEM,  ^Y\Q  gib  against  the  stem  sufficiently  to  lock  the  tappet  at  any  desired 
height.  Sharpless  recommends  that  the  middle  part  of  the  key 
be  made  of  mild  steel  which  gives  a  good  grip  while  the  two  ends 
be  made  of  high  carbon  steel  and  then  hardened  so  that  they  will 
not  buhr  over  when  they  are  driven  in  or  out.  The  inside  of  the 
gib  should  have  a  curve  of  slightly  less  radius  than  that  of  the 
stem,  to  give  a  strong  grip.*® 

The  ends  of  the  tappet  are  counter-bored  about  1  inch  wide  and 
1  inch  deep,  to  prevent  it  from  wearing  conical  and  giving  a 
lateral  thrust  to  the  stamp.  The  wearing  surface  is  from  2  to  3  pig.  132.— 
inches  wide.  Details  of  tappets  from  mills  are  given  in  Table  section  of 
113,  and  a  few  dimensions  in  Table  114.  tappet. 

•  See  also  Howe's  "  Metallurgy  of  Steel,''  p.  IWL 
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Mill 

Material. 

WeifThtof 
Tfcppets. 

Number  of 
Keys. 

Cost 

Ufe. 

Width  of 

Annular 

ll^ring 

Face. 

Weight  ot 
Stamps. 

87 

C»wt  Iron 

Pounds. 
106 
160 
90 
118 
100 
170 

8and8 

8and8 
8 

Dollars. 

Years. 

Inches. 
8 

Pounds. 
800 

56 

Oiiroms  steel 

19.00 

1 
Sereral. 
©▼or  9 
10  to  18 
Sereral. 

860 

56 

Stael 

8 

660 

67 

Steel 

860 

58 

18.00 
11.00 

1,000 
900 

60 

eo 

760 

61 

Cast  steel 

106 
185 
125 

18.00 

Over  5. 

P 

960 

69 

CaststeeL 

1,100 
800 

64 

Ghrcnne  steel 

18.60 

Good  after  6. 7, 8 

65 

66 

iao 

180 
106 

8to5 
Over  5 
Blany. 

660 

67 
68 

Chrome  steel 

10.40 
11.50 

r* 

866 
800 

71 

860 

78 

760 

78 

150 

800 

74 

960 

75 

Pittsburs  steel 

118 
110 
49 
185 
185 
185 

Very  long. 

818 

76 

Steel..... 

760 

77 

Steel 

8.48 
18.00 

8.75 
10.80  ; 

8 
8 

660 

88 

Chrome  stvel 

Many. 

980 

88 

900 

84 
87 

Steel 

Cast  ln>n 

^ 

978 
860 

88 

660 

TABLE  114. — DIMENSIONS  OF  TAPPETS. 


Xlli  or  Company. 

stamp. 

Length 

End 
Diame- 
ter. 

Middle 
Diameter 

Thickness  Flange 

Counterbore. 

Inside 
Diameter 

Length 

New. 

Old. 

Diameter 

Depth. 

of 
Oib. 

Homestake  MIU. . . 

Lbs. 
890 
860 
860 
860 
860 

Inches. 
18' 
18 
18 
10 
10 

Inches. 
0 

r* 

9 

Inches. 
6 

6 

Inches. 

iii 

Inches. 
1« 

Inches. 

Inches. 

Inches. 

Inches. 

Mill  55 

Mill  64 

RP.AllisCo 

leaser  &  Chalmers 

4 
4 

About^ 

% 

7 
7 

Screw  tappets  meshing  with  threads  upon  the  stem  and  held  in  place  by  a 
key  and  vertical  slots,  were  formerly  used,  but  have  pretty  much  disappeared 
from  the  United  States.  They  are  still  used  in  Australia.  At  Mill  77,  the 
Wheeler  gib  tappet  is  found  to  be  cheaper ;  it  enables  cold  rolled  shafting  to  be 
used  for  stems,  which  cost  less  than  naif  as  much  and  last  longer  than  the 
threaded  stems ;  the  gib  tappets  are  much  quicker  shifted  and  easier  kept  tight ; 
the  old  screw  tappets  were  always  becoming  loose  and  rattling.  The  screw 
tappet  stem  also  is  not  reversible. 

§  169.  Proportions  between  Weights  op  Parts  of  a  Stamp. — In  regard 
to  the  weights  of  the  parts,  it  would  seem  wise  to  concentrate  the  weight  at  the 
bottom  so  that  the  pull  upon  the  tappet  may  be  as  direct  as  possible  and  conse- 
quently, the  wear  on  the  guides  at  a  minimum.  This  weight  should  be  put  in 
the  head  rather  than  in  the  shoe  to  prevent  too  great  variation  in  weight  due  to 
wear  of  shoes.  Added  weight  is  sometimes  obtained  by  putting  on  extra  tappets 
at  the  top  of  the  stems.  This  is  not  to  be  commended,  as  it  makes  the  stamps 
top-heavy.  The  place  for  the  weight  is  in  the  boss.  The  stem  must  be  thick 
enough  to  prevent  bending. 

Table  115  shows  the  proportions  of  stamps  in  mills  visited  and  in  two  Aus- 
tralian mills. 
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TABLE   115.- 

—PROPORTIONS   OP 

STAMPS. 

Mill  No. 

Tout 

Weight 

of  Stamp. 

rounds. 

Shoe. 

Hesd. 

Stem. 

Tappet 

I>fai 

Weight 
'Pounds 

of  Total 

Wel^t 
Pounds 

Of  Total 

Weight 
Pounds 

ofTota! 

Pounds 

of  Total 

Weight]       % 
Poundsfof  Total 

87 

800 

860 

060 

860 
1,000  (?) 

900 

900 
1,100 

850 

800 

850 

868 

800 

860 

800 

818 

750 

050 

930 

900 

973 

748 

888 

186 
180 
185 
156 
176 
180 
158 
169 
160 
170 
140 
128 
180 
150 
160 
102 
160 
85 
180 
150 
176 
198 
106 

10 
16 
90 
18 

""io" 

10 
14 

10 
21 
10 
16 
16 
18 
80 
90 
81 
13 
18 
17 
18 
87 
84 

815 
950 
100 
890 
178 
80U 
945 
890 

87 
89 
94 
90 

"ia" 

96 
96 

840 
860 
988 
868 
890 
850 
466 
600 

48 
49 
44 

48 

***  89  ■ 
47 
45 

108 
160 
90 
119 
100 
170 
100 
186 

14 
18 
18 
18 

••  19* 
11 
19 

196 
90 
100 
100 
ISO 
110 
111 
190 
100 
186 
191 
110 
190 
90 
100 
119 
100 
47 
120 
lOu 
100 
159 
109 

16 

66 

10 

60 

15 

67 

11 

68 

59  

12 

01 

19 
11 
19 

02 

08 

64 

906-216 
940 
800 
940 

96 
88 
85 
80 

800 
840 
800 
885 
860 
800 
804 
300 
86J 
4;» 
860 
496 
885 
886 

87 
40 
85 
41 
88 
87 
44 
40 
40 
46 
40 
44 
48 
41 

185 
180 
180 
105 

10 
15 
16 
18 

10 
14 
IS 
15 
10 

00 

07 

06 

71 

78 

900 

180 
180 
980 
910 
900 
938 
169 
886 

86 
« 
91 
48 
86 
98 
94 
81 
98 

150 
119 
110 
49 
185 
196 
185 
66 
00 

10 
14 
15 
8 
15 
14 
14 
0 
7 

19 

75 

14 
13 
7 
IS 
11 
13 
90 
13 

70 

77 

88 

88 

84 

LAdyBarkly 

§170.  Cam  Shaft. — (See  Fig.  133.) — It  is  generally  long  enough  for  two 
batteries  with  the  overhang  for  one  pulley.  The  object  for  this  lies  in  the  fact 
that  a  break  in  any  battery  causes  a  stop  of  ten  stamps  at  most,  and  of  five 


FIG.    133.— CAM  SHAFT  FOB  TEN   STAMPS. 

stamps  only  as  soon  as  the  stamps  of  the  disabled  battery  can  be  hung  up.  The 
batteries  are  usually  driven  by  pairs,  because  driving  single  batteries  multiplies 
expense  of  belts  and  pulleys  too  much. 

The  cam  shaft  is  of  wrought  iron  or  steel  turned  true,  having  a  continuous 
longitudinal  slot  or  key  seat  for  each  battery  a  little  longer  than  the  space  to 
be  occupied  by  the  cams.  The  cam  shaft  is  so  heavily  loaded  both  from  the 
weights  of  the  stamps  and  from  the  blows  which  the  cams  strike  upon  the  tappets, 
that  it  must  be  made  very  strong.  The  diameters  obtained  by  the  author  range 
from  4i  inches  for  light  stamps  to  6  inches  for  heavy  stamps.  The  life  of  mild 
steel  cam  shafts  at  the  Homestake  mill  is  5  years  for  diameters  from  4^  inches 
to  4|  inches,  and  10  years  for  diameters  of  h\  inches.*®  At  Mills  65,  73  and  74 
a  spare  cam  shaft  with  cams  and  pulley  all  fitted  on  it,  is  kept  in  readiness  and 
when  a  break  'occurs  it  is  rolled  into  position  in  3  hours  while  the  turning  and 
fitting  of  a  new  shaft  would  take  at  least  48  hours.  Details  of  cam  shaft  are 
given  in  Table  116. 

§  171.  Collars  and  Bearings. — Two  collars  (see  Figs.  90  and  916)  attached 
by  set  screws  are  used  to  guide  the  shafts  inside  the  end  bearings. 

Three  bearings  for  a  ten-cam  shaft,  are  used  (see  Fig.  90).  In  dry  crushing 
mills  these  are  generally  not  babbitted.  In  wet  crushing  mills  the  author  found 
only  three  out  of  thirteen  not  babbitted. 

At  Mill  67  boxes  of  soft  graphitic  iron  in  connection  with  a  mild  steel  cam 
shaft  were  found  to  give  the  best  results.  The  only  lubricant  required  is  an 
occasional  drop  of  light  machine  oil.  This  is  preferred  to  babbitted  boxes  be- 
cause: (1)  there  is  no  babbitt  to  crack  and  fall  into  the  mortar  and  make  sludge 
of  the  amalgam;  (2)  the  alignment  of  the  shaft  is  more  constant,  the  wear  is 
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TABLB   116. — CAM  8HAPT 

AND  BEARINGS. 

Mni 

No. 

Material  of  Shaft 

Length  of 
Shaft. 

Diameter 
of  Shaft. 

Position  of 
Shaft 

Length  of 
Bearings. 

Bearings 
wither 
without 
Babbitt 

Cl-Mi^J  by 
Cuvi.*r  or 

Weight  of 
Btojnp. 

87 

Xron 

Ft.    In. 
14       0 
14       8 
14       0 
14       6 

Inches. 
6 
5 
6 
5.4 

P 

1% 

Front 

Front 

Front 

Front.  .... 
Front. ..... 

Inches. 
18 
18 
18 
18 

With 

With. 

With 

With. 

Closed. 

Closed 

Tin  cover. . 
Open 

Pounds. 
800 

ff> 

Steel 

860 

M 

660 

57 

Iron..... 

860 

ffi 

1,000 
900 

R9 

Front 

61 

Mi>/.iiinA  steel 

Steel 

14       0 
18       0 

Front 

Front 

Front 

8=80,8=18 
10  and  18 

Without... 
Without... 

Open 

Open 

960 
I.IOU 

<I8 

860 

M 

IroQ.... 

14       6 

6 

Front 

Front 

14 

With 

Open 

800 

ff> 

m 

Mild  steel 

860 

ft7 

MUdsteeL 

18       8 

Behind..... 

Behind 

Behind 

18 
18 

Without. . . 
With 

Open 

Closed 

868 

flR 

800 

71 

860 

TSt 

Front 

750 

73 

Froot 

800 

74 

Front. ..... 

960 

7R 

Front 

818 

7« 

Iron. .••••..... 

13       0 
a80       6 

Behind 

Behind 

Behind 

18  ' 

18 

18 

Open 

Cfosed 

Closed 

750 

77 

Iron 

With 

With 

660 

8?! 

960 

88 

900 

84 
87 
88 

Machine  steel 

Wrought  Iron 

14       0 
18       0 

Front 

Front 

Front 

18 
18 

With 

With. 

aosed 

Closed 

978 
860 
660 

(a)  For  86  stamps. 


more  even  and  there  is  no  delay  from  babbitting  boxes  every  4  to  6  months;  (3) 
steel  running  on  cast  iron  requires  much  less  lubrication  than  iron  on  babbitt^ 
making  less  oil  to  be  guarded  against  and  less  oil  for  the  mill. 

These  boxes  are  some  times  covered,  as  in  Fig.  134,  and  sometimes  the  cap 
is  omitted^  as  in  Fig.  135.    The  use  of  the  cap  would  seem  desirable  for  keeping 


FIG.  134.  FIG.  135.  FIG.  136a.  fig.  1366. 

HG.     134. — COVERED     BEARING.      FIG.     135. — OPEN     BEARING.      FIG.     136a. — SIDE 
VIEW    OP    CAM.      FIG.    1366. — FRONT    VIEW. 

out  the  dust.  Diagonal  boxes  are  sometimes  used,  but  they  hardly  seem  neces- 
sary as  the  vertical  component  of  the  pressure  is  probably  four  times  the  hori- 
zontal, even  where  a  horizontal  driving  belt  is  used.  The  bearings  need  oil 
grooves  and  drip  pans  to  prevent  oil  from  getting  to  the  plates. 

For  details  of  bearings  as  found  in  the  mills,  see  Table  116. 

§172.  Cams.— (See  Figs.  136a  and  1366.)— These  serve  to  lift  and  rotate 
the  stamps.  They  consist  of  one  or  more  (generally  two)  arms  cast  on  hubs 
which  are  held  to  the  shaft  usually  by  keys.  The  lifting  surfaces  of  the  arms 
are  made  spiral  to  suit  the  conditions  of  lifting.  They  are  backed  by  strengthen- 
ing ribs.    The  double-armed  cam  gives  less  journal  friction  than  the  single- 
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armed,  because  it  revolves  half  as  fast.  Sectional  earns  made  with  split  hubs 
bolted  together  can  be  changed  without  stripping  the  whole  shaft,  but  unless 
watched  they  are  liable  to  work  loose  and  are  therefore  not  favored.  The  details 
of  cams  as  found  in  the  mills  are  shown  in  Table  117. 

When  cast  iron  is  used  for  cams  a  close-grained,  strong  grade  of  metal  is 
chosen  and  the  bearing  or  lifting  surfaces  are  chilled.  The  author  finds  that 
out  of  17  mills,  9  use  steel  cams,  7  use  iron,  and  one  uses  both.  Open  hearth 
cast  steel  with  0.4%  carbon,  or  chrome  steel,  is  the  best  material  for  cams." 
On  account  of  their  superior  strength  they  need  not  be  made  as  heavy  as  cast  iron. 

TABLB    117. — CAMS. 


lb. 

Abbreviations.— c.soenrs;  C.  I.  Oh.  F.= 
=pound;  p.=per;  P.  S.sPlttaburg  steel; 

Cast   iron  with  chilled  face;  I.  or  Chr.  S-sIron  or  ohronie  flta4; 
r.  C.  I.=sTough  cast  iron;  Tr.  U.=Trent  UniTersaL 

i 

Style. 

Material 

Weight 

Cost. 

Life. 

Dliuneter 

from 
Tip  to  Tip 

Width 

Wearing 

Face. 

Greased  1^ 

With  or 
Without 

fl7 

Ortiiiiir';: 
Ordinary . . 
Ordinary.. 

Cast  iron.... 
Chrome  steel 
Steel 

Pounds 
160 
880 
160 

Dollars. 

Years. 

Inches. 
80 
86 
87 
89 

Inches. 

Axle  grease..... 

66 

18.40 
18.00 

4 

Many. 

10 
10  to  16 
10 
None  broken  In  6 

Axle  grease..... 

Axle  grease 

Oil 

Without 
WithooL 

67 

Steel 

Without 

BH 

6c.p.  lb. 
12.00 

60 

Ordinary.. 

61 

CastKteel.... 
Cast  steel.... 

806 

81M 

r* 

(a) 

ib) 

(c) 
Axle  grease..... 

id) 
Axle  grease 

WlthoaL 

69 

Ordinary . . 
Ordinary.. 
Ordinary . . 
Ordinary . . 
Blanton.... 
Ordinary . . 

Without 

64 

66 
67 

68 
7? 

Chrome  ste*! 

T.C.  I 

C.  I.  Ch.  F... 
Chrome  steel 

100 

*'  W9  " 
836 

16.00 

"ioiia 

None  broken  in  8 

8 

None  broken  in  5 

IndeflDitely  lonic- 

ltol4 

88 

80  to  84 

84 

88 

Without 
Without 
Without 
With. 

78 

Ordinary . . 

7« 

P.  8 

Cast  iron .... 
C.I.Ch.F.m 
Chrome  stael 
I.  or  Chr.  S. . 
Tr.  U 

'"175" 
140 
886 
180 

Indefinitely  long. 

84 

76 

(e) 

77 

Blanton.'.!.' 
Ordinary.. 

8.05 

"io.M 

80.00 

Ind.flJgj.ong. 
4 

89 
88 

8 
8 

'with.   * 

H4 

if* 

f 

A  T^A  grpase  . 

«7 

Ordinary  *. '. 

Cast  iron.... 

(0  ■ 

RR 

Cast  iron.... 

(a)  Graphite  gear  grease.  (6)  Mixture  of  graphite,  tar  and  tallow,  (c)  Albany  compound,  (d)  Graphite 
and  tallow.  Oil.  (e)  Castor  oil  or  axle  grease.  (/)In  the  quick  drop  stimpe,  added  since  the  above  was  writ- 
ten, steel  cams  are  used,    (g)  Ten,  barring  accidents,    {h)  Fraser's  axle  grease,    (t)  Hard  grease  or  soap. 

The  natural  life  of  these  steel  cams  is  indefinitely  long  unless  the  mill  is  very 
dusty,  when  they  gradually  wear  down.  They  generally  go  by  some  accident,  as 
a  stamp  dropping  on  the  cam.  They  generally  go  at  the  hub ;  sometimes  the  tip 
oreaks  oflf."** 

A  ring  of  wrought  iron  is  sometimes  shrunk  upon  the  hub  to  receive  which, 
a  part  is  cut  away  (see  Figs.  136a  and  1366).  This  is  less  used  than  formerly, 
particularly  with  steel  cams. 

Cams  are  keyed  to  the  shaft  by  one  or  two  keys.  When  two  keys  are  used, 
they  are  120°  apart,  furnishing  three  lines  of  bearing,  while  one  key  gives  only 
two  lines  of  bearing.  The  former  gives  the  greater  stability,  but  the  latter  is 
almost  universally  used  in  this  country.  The  key  should  always  be  driven  toward 
the  stamp  stem.  Hardman  finds  that  by  using  a  key  6  inches  long,  If  inches 
wide  and  i  inch  thick,  with  a  taper  in  its  whole  length  of  slightly  less  than  J 
inch,  the  cams  never  get  loose  and  it  answers  much  more  satisfactorily  than 
when  the  taper  is  greater  and  the  key  smaller. 

It  is  customary  to  have  one  long  key  seat  in  the  shaft  for  each  of  the  two 
batteries  (see  Fig.  133),  and  to  cut  key  seats  in  the  cams  so  as  to  give  equal  in- 
tervals of  time  between  the  drops.  It  follows  that  where  two-armed  cams  are 
used,  the  key  seats  will  be  advanced  36**  on  the  hubs  of  consecutive  cams  for  a 
five-stamp  battery,  or  18°  for  ten  stamps.  In  the  latter  case  the  even  numbers 
will  be  in  one  battery  and  the  odd  in  the  other  (see  §  196). 
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A  template  for  laying  out  the  key  grooves  in  cams  is  shown  in  Fig.  137.  It 
consists  of  two  similar  discs  rigidly  fastened  to  a  connecting  pin,  and  an  arm 
which  swings  freely  on  the  pin.  The  under  disc  D  is  dropped  into  the  cam  hub ; 
the  arm  is  swung  around  till  the  pin  C  strikes  the  point  of  the  cam ;  the  upper 
disc  E  is  then  turned  until  the  desired  number  of  the  cam  comes  opposite  the 


i^\  Top 


FIG.  137. 


PIG.    137. — CAM    TEMPLATE.      FIG.    138. — 
DRIFTING  PLUG. 


FIG.  138. 


mark  A  on  the  arm;  the  key  way  is  then  marked  out.  To  change  from  left 
hand  to  right  hand  cams  it  is  only  necessary  to  turn  the  apparatus  upside  down. 

After  the  key  way  has  been  marked  at  the  end,  a  drifting  plug  (see  Fig.  138) 
can  be  used  for  marking  the  remainder  and  for  caliperin^  its  depth  so  that  it 
will  exactly  suit  the  key  when  the  groove  is  completed. 

Cams  are  removed  by  driving  out  the  keys  by  a  drifting  tool  (see  Fig.  139). 
The  blow  acts  in  a  direction  opposite  to  that  which  set  the  keys  in  place. 

§  173.  Blanton  and  Other  Self-tightening  Cams. — The  replacing  of 
broken  cams  of  the  ordinary  type  is  a  tedious  operation.  It  is  made  still  more 
80  by  the  fact  that  the  key  groove  has  to  be  cut  in  the  new  cam  after  the  break 
has  taken  place,  as  it  is  not  usual  to  keep  ten  spare  cams  with  the  grooves  cut  in 


fig.  139. — drifting  tool.       fig.  140. — blanton  cam  and  cam  shaft. 

the  ten  positions  to  meet  all  emergencies.  The  Blanton  cam  has  been  devised 
to  overcome  this  (see  Fig.  140).  This  cam  is  attached  to  the  shaft  by  a  taper 
oushing  or  wedge  with  very  acute  angle,  which  wraps  around  the  shaft  and  is 
held  in  position  by  two  pins.  The  action  of  the  wedge  is  such  that  when  the 
cam  does  its  work  of  lifting  it  slips  on  the  wedge,  becoming  tightened  thereby. 
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The  cam  may  be  loosened  by  knocking  it  backward.  E.  T.  Baylies,  of  Marysville, 
Mont.,  states  that  a  shaft  with  ten  cams  can  be  stripped  and  refurnished  with 
new  cams  in  less  than  half  an  hour,  while  replacing  ten  cams  ordinarily  takes  a 
day. 

To  accomplish  the  symmetrical  arrangement  of  the  cams  around  the  shaft, 
the  pin  sockets  are  bored  36*^  apart  for  the  single  battery  and  those  of  the  other 
battery  are  interspaced  between  them. 

For  these  cams,  therefore,  the  order  of  drop  is  settled  at  the  machine  shop  at 
the  time  of  manufacture.  To  have  the  order  of  drop  in  the  control  of  the  mill 
man,  extra  pin  sockets  would  be  needed.  These  extra  sockets  are  not  to  be  com- 
mended as  they  seriously  weaken  the  shaft  at  its  circumference  where  it  can  least 
afford  to  be  weakened. 

The  New  Blanton  cam  (see  Fig.  141)  replaces  the  single  spiral  wedge  by  ten 

taper  faces  planed  on  the  shaft  and  ten  corresponding  faces  planed  in  the  bore 

of  the  cam.    The  new  form  not  only  makes  the  replacing  of  a  broken  cam  a  speedy 

operation,  but  it  places  the  order  of  drop  in  the  control 

of  the  mill  man,  to  be  changed  at  any  time.     There  is  one 

point  in  regard  to  the  New  Blanton  cam  that  will  be 

watched  with  interest,  namely,   since  great  accuracy  is 

needed  in  cutting  the  spiral  surfaces  both  on  the  shaft  and 

cam  bore,  any  irregularity  will  turn  up  in  the  form  of 

uneven  spacing  of  the  drops.     The  wear  of  cams  and  any 

PIG.  141.  difference  in  elasticity  of  the  metal  used  for  cam  hubs  will 

NEW  BLANTON  OAK     tend  in  this  same  direction. 

AND    PART    OP         Patent  cams  similar  to  the  Blanton  in  principle  but 
SHAFT.  differing  in  details,  are  now  made  by  other  manufactur- 

ers, among  whom  are  the  E.  P.  Allis  Co.,  the  Chrome  Steel  Works,  the  F.  M. 
Davis  Iron  Works  Co. 

§  174.  Friction  and  Lubrication  op  Cams. — The  rotation  of  the  stamp 
which  is  accomplished  by  the  friction  of  the  tappet  on  the  cam,  is  employed  to 
even  up  the  wear  on  the  shoe  and  die  by  causing  the  shoe  to  drop  in  a  different 
position  each  time.  With  rapid  stamps,  too  much  rotation  indicates  too  little 
lubrication.  This  rotation  is  greater  on  the  slow  dropping  stamps  than  on  the 
quick,  owing  to  the  inertia  of  rotation  of  the  stamps.  The  slow  dropping  stamps 
have  longer  cams,  and  this  also  causes  more  rotation.  Although  the  stamps 
are  rotating  when  they  leave  the  cams,  the  speed  of  drop  is  so  great  that  they 
are  practically  dropping  vertically  on  the  ore  and  probably  no  grinding  action 
takes  place  even  with  the  slowest  dropping  stamps. 

The  lubricants  used  are  axle  grease  or  other  hard  compounds,  oil,  tallow, 
molasses  and  water,  molasses  and  flour,  molasses  without  admixture,  and  soft 
soap  with  graphite.  The  last  is  best.**  Axle  grease  is  made  from  the  grease 
skimmed  off  in  the  manufacture  of  glue  from  animal  matter.  Grease  is  to  be 
avoided,  or  applied  very  carefully,  when  amalgamated  plates  are  used,  because  it 
sickens  the  mercury. 

Mill  67  reports  that  in  starting  a  new  mill,  it  is  well  to  first  grind  the  cams 
with  an  emery  wheel  with  face  parallel  to  the  cam  shaft,  then  the  use  of  axle 
grease  combined  v^th  graphite  gives  a  polish  and  finish  to  the  cam  and  the 
tappet,  if  continued  for  about  two  weeks.  After  that,  oil  from  drip  pans  of 
shafting  is  used,  and  there  is  not  the  slightest  trouble  if  the  oil  is  put  on  care- 
fully and  the  steins,  tappets  and  cams  wiped  two  or  three  times  a  day  equally 
carefully. 

The  lubricant  is  usually  applied  periodically  by  cotton  waste  nailed  to  a  stick. 
A  strip  of  canvas  nailed  under  the  guides  and  extending  beyond  them  laterally, 
or  a  wooden  shield  fastened  to  the  battery  posts,  is  used  in  most  of  the  mills  to 
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prevent  the  lubricant  from  getting  into  the  mortar  and  on  the  plates.  Mill  67 
reports  that  it  uses  a  canvas  shield  only  until  cams  and  tappets  are  faced.  Mill 
77  reports  that  no  shield  is  used,  as  the  cam  shaft  is  behind  the  stamps  and  the 
cams  revolve  away  from  the  plates.  Mill  27  uses  no  mercury  whatever  and 
hence,  has  no  shield. 

§  175.  Lateral  Thrust,  Right  and  Left  Hand  Cams. — The  tendency  of 
the  tappet  is  to  push  the  cam  away  from  the  stamp  during  the  act  of  being  lifted 
(see  Fig.  142).  This  is  greatest  at  the  moment  of  leaving  the  cam.  If  the 
cams  on  one  battery  are  all  right  hand  cams,  while  those  on  the  other  are  all 
left  hand,  then  the  one  set  of  thrusts  will  balance  the  other.     In  this  way  the 
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FIG.  142. — ^lateral  thrust. 


RIGHT  HAND  CAM 
FIG.    143. 


LEFT  HAND  CAM 

FIG.    144. 


FIG.   14£>. — CAM  CURVE. 


thrust  upon  the  collars  is  brought  to  a  minimum.  This  thrust  is  greater  the 
greater  the  eccentricity  of  the  support.  For  this  reason  hubs  are  put  only  on 
one  side  of  the  cam.  The  stems  are  put  on  the  opposite  side  and  as  close  to  the 
cams  as  is  safe.  The  clearance  is  made  about  J  inch  by  Fraser  &  Chalmers,  \ 
inch  by  Union  Iron  Works. 

A  right  hand  cam  (see  Fig.  143)  is  one  which  is  to  the  right  of  the  stem 
when  the  top  of  it  is  moving  from  the  observer;  the  hub  also  is  to  the  right 
of  the  cam.    A  lefthand  cam  (see  Fig.  144)  is  just  the  opposite. 

In  every  instance  except  two  in  the  mills  visited,  the  cams  are  paired  off  right 
and  left.  Mill  58  has  15  right  hand  and  5  left  hand  cams  on  each  shaft.  Mill 
77  has  15  right  hand  and  10  left  hand  cams,  arranged  on  alternate  batteries. 
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§  176.  Design  of  Cams. — The  lifting  surfaces  are  in  the  form  of  an  involute 
of  a  circle,  the  radius  of  which  is  equal  to  the  distance  between  the  stamp  stem 
and  the  cam  shaft  center  to  center.  Practically  this  curve  is  laid  out  by  unwind- 
ing a  string  with  a  marking  point  at  its  end,  from  a  circular  disc  of  wood  turned 
with  the  above  distance  as  its  radius  (see  Fig.  145).  The  length  of  string, 
as  BC,  unwound  from  any  given  point,  as  C,  represents  the  height  to  which  the 
stamp  will  be  lifted  by  the  corresponding  point  B  of  the  involute  surface,  pro- 
vided the  whole  of  the  surface  from  A  io  B  had  been  used  during  the  lift.  Tht 
radius  of  the  inscribing  circle  is  therefore  equal  to  the  radius  of  the  cam  shaft 
plus  that  of  the  stem  plus  a  small  amount  which  is  called  clearance,  which  pre- 
vents the  stem  from  rubbing  upon  the  cam  shaft.  Table  118  gives  the  values  of 
these  quantities  as  obtained  from  the  mills,  and  Table  119  gives  those  adopted 
by  manufacturers. 

TABLE  118. — INSCRIBING  CIRCLES  AND  CLEARANCE  USED  BY  MILLS. 


Mill 
No 


Diameter 
of  Stem. 


Inches. 


Diameter 

of  Cam 

Shaft. 


Inches. 
6 
5 

6. 
5.4 

5 


Diameter 

of 

InscribiV 
Circle. 


Inches. 
10 
15 
18 


1(^ 


10 
8« 


dear- 


Inches. 


Height  of 
Drop. 


Mill 
No. 


Inches. 
6to6H 
7to9^ 
6to6U 
7Hto8 

0 

7 
6to6 
7to8H 

5to7 
6to9 


Diameter 
of  Stem. 


Inches. 
3 

8 
8^ 


Diameter 
of  Cam 
Shaft. 


Diameter 

of 

Inscribi'fc 
Circle. 


Inches. 


'fk 


11 

18 


Clear- 
ance. 


Incha 


4i 


Height  of 
nop. 


Inchea 

6to9 
6 


TABLE  119. — INSCRIBING  CIRCLES  AND  CLEARANCE  ADOPTED  BY  MANUFACTURERS. 


Manufacturer. 


Diameter  of 
Cam  Shaft. 


Diameter  of 
Stem. 


Diameter  of 

Inscribing 

Circle. 


Clearano& 


Fraser  ft  Chalmers  (5  stamp  battery). , 
Fraser  &  Chalmers  (8 stamp  battery)., 

Gates  Iron  Works. , 

Joshua  Hendy  Bfachine  Works , 

McFarlane  &  Co 

Union  Iron  Works , 


Inches. 
5 


Inches. 


^ 


Inches. 

10 
11 


(a)  This  is  the  minimum  ever  used  by  this  company. 

It  is  essential  that  the  distance  between  the  centers  of  the  cam  shaft  and  the 
stamp  stem  should  exactly  equal  the  radius  of  the  inscribing  circle;  otherwise 
the  cam  will  not  strike  fai^  against  the  face  of  the  tappet  and  there  will  be  in- 
creased jar,  noise  and  breakage.  Hardman  reports  that  a  Nova  Scotia  mill  had 
15  cams  break  in  a  week,  owing  to  the  distance  between  cam  shaft  and  stamp 
stem  being  J  inch  too  much.  Even  chrome  steel  cams  and  tappets  were  pul- 
verized by  being  out  of  center. 

In  practice  there  is  a  dividing  point  at  about  7-inch  drop  (see  §  197).  As  we 
go  above  this  point,  the  diameter  of  the  inscribing  circle  is  increased  to  suit  the 
height  and  speed  of  drop,  to  do  which,  as  the  drop  increases,  the  clearance  can  be 
increased  by  any  desired  amount.  Below  this  point  the  works  use  an  inscribing 
circle  the  diameter  of  which  is  nearly  constant  for  all  the  lesser  drops;  the  figures 
givea  are  from  llj  to  9  inches.  From  Table  118  of  mills,  it  appears  that  they 
are  following  the  rule  quite  closely  in  regard  to  their  inscribing  circles,  with  the 
exception  of  Mill  55,  which  was  probably  designed  for  the  Colorado  high  drop 
and  slow  speed. 

In  designing  cams  it  is  common  to  give  them  a  little  larger  inscribing  circle 
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and  therefore  a  little  longer  curve  than  that  intended  to  be  used,  so  that  a  slight 
increase  of  drop  can  be  had  if  desired,  while  on  the  other  hand,  a  decrease  of 
drop  can  be  obtained  as  an  expedient  by  raising  the  tappet  and  thus  using  only 
a  part  of  the  cam  curve. 

On  the  last  2  to  4  inches  at  the  point  of  the  cam,  the  curve  becomes  sharper, 
departing  from  the  involute  and  approaching  the  arc  of  a  circle,  as  shown  in 
Fig.  145,  thereby  much  lessening  the  pressure  of  the  cam  upon  the  tappet.  The 
cam  is  cut  away  on  the  delivery  side  in  such  a  manner  that  the  tappet  will  leave 
the  cam  from  an  arc  of  contact  between  1  and  2  inches  in  length,  instead  of  from 
a  point  of  contact  (Z  see  Fig.  1366).  These  two  provisions  are  planned  to  save 
both  the  tappet  and  the  cam  from  cutting  and  breaking  at  the  moment  of  parting 
company. 

The  face  of  the  cam  is  IJ  to  3  inches  wide  and  is  much  thicker  near  the  hub 
than  at  the  point.  It  is  backed  by  a  web  about  1^  inches  thick  which  gives  the 
requisite  support.  This  web  for  the  California  stamp  is  3  inches  wide  at  the 
point  and  widens  to  9  inches  at  the  hub.*"  Regarding  the  hub,  the  rule  of  the 
E.  P.  Allis  Co.  is  to  make  its  diameter  equal  to  the  diameter  of  the  inscribing 
circle  and  its  length  equal  to  half  the  distance  between  stems  center  to  center. 
Fraser  &  Chalmers'  standard  cam  has  a  hub  11  inches  diameter  and  5^  inches 
long,  and  Mill  56  has  a  hub  10  inches  diameter  and  5  inches  long,  which  figures 
approximately  follow  the  above  rule. 

The  reader  is  referred  to  the  most  thorough  discussion  of  the  whole  subject  of 
cam  curves  in  Louis*  "Hand  Book  of  Gold  Milling.''  See  also  §  197  under  height 
and  number  of  drops. 

§  177.  Driving  MEcriANiSM. — The  cam  shaft  is  driven  by  belt  and  pulloy 
(.«;ee  Fig.  90),  or  by  reducing  gears  from  the  main  shaft  (see  Fig.  96).  The 
former  is  the  more  usual  method,  reducing  gears  being  used  in  the  slow  speed 
Colorado  mills.  With  belts  the  usual  method  is  to  operate  two  batteries  of  ten 
stamps  with  one  cam  shaft.  This  is  driven  by  belt  from  the  main  shaft  With 
gears,  however,  as  many  as  five  batteries  or  25  stamps,  are  mounted  on  one  cam 
shaft  This  is  driven  by  a  reducing  gear  transmission  and  that  in  turn  by  a 
belt.     Rubber  belts  are  preferred  as  they  are  not  injured  by  moisture. 

The  Pulley  for  belt  transmission  in  all  the  mills  visited,  is  built  up  of  wood 
upon  a  hub  and  flanges  of  cast  iron,  as  in  Fig  916.  This  is  to  avoid  cracking 
due  to  vibration.  The  reader  is  referred  to  Louis'  tliorough  discussion  of  this 
subject    Details  of  belts  and  pulleys  are  given  in  Table  120. 


TABLE  120. — ^BELTS  AND  PULLEYS. 


No. 


terof 
Pulley. 


Inches. 


78 
81 
7S 
TO 
S4 


6-pl7  rubber.. 


84 
TO 
00 
60 
TO 
TO 


Material  of  Belt. 


4- ply  mbber. . 


5-ply  rubb<'r.. 
5-ply  rubber.. 
6-ply  rubber.. 


S-ply  rubber.. 
(a) 


width 
of  Belt. 


Inchea. 
14 
14 
le 
14 

If" 

16 
16 
14 

If" 

14 


Welffht 
StampB 


Pounds 
800 
860 
650 
860 
1,000 
900 
960 
IJOO 
800 


860 


No.  of 
Drops 

Minute. 


100 
100 
106 

86 

80 

95 

105 

100tol06 

96 

98 

85 
100 


Mill 
No 


Diame* 
ter  of 
Pulley 


Inches. 

09 

78 

64 

71 

71 

TO 
Qeared, 

69 

74 

TO 
Geared. 


Material  of  Belt. 


V7ldth 
of  Belt 


Double  leather. . 


5  ply  rubber.. 

6-ply 

8-ply  rubber.. 


WdflTht 
Stamps 


Inches. 
14 

14 

14 

16 

15 

16 
Geared. 

16 
(6)14 

14 
Geai^. 


Pounds 
800 
860 
750 
800 
960 
818 
660 
9S0 
9rK) 
973 
650 


No.  of 
Drops 

per 
Minute. 


94 

SB 

86 
90  to  108 
90  to  109 

86 

39 

96 
100 
109 

60 


(a)  6-ply  rubber  cross  and  longitudinally  stitched.    (6)  16  inches  would  be  better. 

The  Location  of  the  Main  Shaft. — This  may  have  the  following  positions: 
(a)  in  front  and  on  the  level  of  the  cam  shaft  (see  Figs.  105,  106  and  107) ;  (h) 
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behind  near  mortar  on  cross  sills  (see  !blg8.  103,  104  and  108) ;  (c)  in  front  at  a 
distance  from  the  mortar  on  the  cross  sills  (see  Fig.  102) ;  {d)  behind  at  a  dis- 
tance from  the  mortar  on  the  cross  sills. 

The  distribution  in  the  mills  is  as  follows:  Mills  57,  68,  59,  61,  62,  65,  67, 
73,  74,  75  and  82,  have  the  main  shaft  forward  and  level  with  the  cam  shaft 
Mills  64,  71  and  72  have  it  forward  on  cross  sills  near  the  foot  of  the  plates. 
Mills  27,  55,  66,  68  and  84  have  it  behind  on  the  cross  sills.  Mill  56  belts  direct 
to  water  wheel.  Mill  76  belts  horizontally  backward  from  the  cam  shaft  to  the 
water  wheel.  Mill  77  has  it  30  feet  in  front  of  cam  shaft  and  4  feet  below  it  (see 
Fig.  146).     Mill  88  has  it  behind  on  cross  sills. 

Shafts  on  a  level  with  and  in  front  of  the  cam  shafts  shut  off  the  light  from 
the  plates  and  require  strong  frames,  but  the  shafts  are  well  placed  for  delivering 
power  and  for  good  attention.  Shafts  near  the  mortar  block  are  in  the  dark, 
exposed  to  dirt  and  inconvenient  to  tend,  and  they  require  tighteners  which  wear 
the  belts,  but  they  give  ample  light  for  the  amalgamated  plates.  Shafts  on  sills 
far  from  the  mortar  blocks  are  in  the  way  of  the  feeder  if  behind,  or  of  the  plates 
if  in  front.    They,  however,  avoid  the  tighteners. 

The  Tightener  (see  Figs.  90  and  91a)  is  a  pulley  mounted  upon  a  frame 
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which  swings  on  a  hinge  or  slides  in  a  guide  in  such  manner  as  to  press  inward 
upon  the  belt  and  take  up  its  slack  when  it  is  desired  to  start  the  stamps. 

Clutches. — ^A  toggle  friction  clutch  attaching  the  driving  pulley  to  the  main 
shaft  is  sometimes  used.  It  enables  two  batteries  to  be  thrown  out  of  connection 
with  the  power  at  a  moment's  notice  without  stopping  the  mill.  Eissler  leoom- 
mends  a  beveled,  toothed  clutch  moved  by  a  fork  upon  the  cam  shaft,  for  con- 
necting the  pulley.  This  form  releases  the  connection  if  the  engine  is  turned 
backward  and  saves  the  cams  from  breaking.  Friction  clutches  are  used  in  Mills 
67  and  82.     At  Mill  74  friction  clutches  have  been  tried  and  discarded. 

Gearing. — Mill  77  (see  Fig.  146)  has  25  stamps  operated  by  one  cam  shaft, 
and  in  consequence,  uses  a  gear  on  the  cam  shaft  6  feet  diameter,  and  6  inches 
face,  revolving  14^  times  per  minute,  driven  by  a  pinion  gear  1  foot  in  diameter 
and  a  5-foot  pulley,  both  revolving  on  the  ^me  shaft  87  times  per  minute.  This 
pulley  receives  power  by  a  22-inch  belt  from,  the  main  shaft,  30  feet  in  front  of 
the  cam  shaft  and  4  feet  below  it.  Mill  88  also  uses  gears,  each  set  driving  10 
stamps. 

§  178.  Water  Pipes. — Water  is  fed  into  the  battery  in  wet  stamping  to  flush 
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out  the  pulp  and  to  carry  it  over  the  plates  to  the  vanner.  Mills  27,  56,  62,  64, 
68,  77,  82  and  87  have  one  feed  pipe  for  each  mortar,  while  Mills  55,  57,  61,  66, 
67,  71  and  84  have  two  pipes  for  each  mortar.  In  the  latter  case,  1-inch  pi^& 
are  commonly  used.  The  pipes  deliver  at  the  rear,  and  each  pipe  should  have*  a 
cock.  The  form  of  cock  has  been  a  matter  of  discussion  and  the  round  way  plug 
cock  with  a  removable  wrench,  which  will  remain  set  for  any  given  quantity,  is 
undoubtedly  the  best  form.  Fraser  &  Chalmers  prefer  to  add  a  dial  and  pointer 
to  this  cock,  so  that  if  shut  off  it  can  be  let  on  again  to  deliver  the  same  amount  of 
water.  The  common  water  faucet  or  valve  has  a  tendency  to  open  or  close  by 
the  jar  of  the  mill.  Another  method  of  applying  water,  lately  used  with  success 
at  Mill  67,  is  to  feed  in  from  the  front  through  J-inch  nipples,  pointing  upward, 
one  between  each  of  the  two  dies  at  the  level  of  the  top  of  the  foot  plate,  as  shown 
in  Fig.  147.  The  very  low  sill  of  this  mortar  allows  this.  This  avoids  the  hard 
packing  of  sulphurets,  allows  the  settling  of  the  amalgam,  and  is  an  aid  to  a 
rapid  clean  up.     Downward  pointing  jets  did  not  succeed  so  well. 

There  are  two  systems  of  piping  in  common  use.  Mill  66  has  a  3-inch  main  at 
about  the  level  of  the  floor,  running  in  front  of  the  eight  batteries.  From  this 
is  led  a  2-inch  upright  between  each  pair  of  batteries,  branching  at  the  top  either 
way  by  2-indi  pipe.  Each  branch  has  2  one-inch  feed  pipes  with  valves  for  each 
pipe  for  tiie  individual  battery.  Between  each  pair  of  batteries  there  is  also  a 
1-inch  pipe  with  hose  in  the  passageway  for  hosing  off  the  plates.  Mill  57  has 
the  water  main  running  just  below  the  lower  guide  timber  and  takes  the  2  one- 
inch  pipes  for  the  batteries  and  the  hose  pipes  directly  from  the  main.  Arrange- 
ments for  heating  water  will  be  taken  up  later  in  §  541. 

§  179.  Feeders. — From  the  bins  the  ore  comes  by  chutes  to  the  automatic 
feeders  (see  Figs.  90  and  91a).  It  is  customary  to  feed  the  battery  by  the  fall  of 
one  of  the  stamps.  The  thickness  of  the  layer  of  ore  upon  the  die  determines 
the  lowest  position  the  stamp  can  take.  When  too  thin,  either  the  tappet  or  a 
collar  on  the  main  stamp  stem,  strikes  a  buffer  which  feeds  the  ore.  The  posi- 
tion of  this  buffer  can  be  graduated  by  a  hand  screw.  In  regard  to  the  choice  of 
stamp  for  operating  the  feeder,  there  seems  to  be  no  special  rule.  Mills  55,  56, 
61,  62,  64,  73  and  84  use  the  center  stamp.  Mills  57,  65,  67,  68  and  82,  use  the 
stamp  nert  to  the  end.  Mills  71  and  76  use  the  end  stamp.  Mill  27  uses  either 
the  center  stamp  or  the  stamp  next  to  the  center. 

Hand  feeding  by  shovel  is  still  used  to  some  extent.  One  good  man  can  feed 
20  stamps  for  12  hours,*®  although  one  man  to  15  stamps  is  more  common.  At 
Mill  77,  which  uses  the  Colorado  system  and  has  low  capacity,  one  man  feeds  25 
stamps  per  12-hour  shift.  Machine  feeding  is  cheaper  than  hand  feeding,  gives 
more  uniform  wear  of  dies  and  shoes  and  larger  capacity,  and  reduces  wear  of 
screens.  The  distribution  of  feeders  in  the  mills  is  as  follows :  Hendy  Challenge 
feeder  used  by  Mills  27,  53,  54,  55,  56,  57,  58,  59,  60,  61,  62,  63,  64,  65,  66,  68, 
71,  73,  74,  75,  76,  82,  83  and  84;  Templeton  Boiler  feeder  by  Mill  72;  Ham- 
mond Corrugated  Cylinder  feeder  by  Mill  67 ;  hand  feeding  by  Mills  70,  77,  85, 
87  and  88.  The  Hendy  feeder  costs  the  most,  but  works  under  all  conditions. 
The  roller  and  Tullock  feeders  are  both  unreliable  with  clayey  or  sticky  ores.  For 
description  of  these  feeders,  see  the  chapter  on  "Accessory  Apparatus,"  §  624. 

§  180.  Finger  Bars,  Cam  Sticks  and  Overhead  Crab. — Finger  bars  are  used 
for  hanging  up  the  stamps  (see  Fig.  91a).  They  are  props  which  are  pivoted 
upon  a  jack  shaft  resting  in  brackets  bolted  to  the  posts,  and  can  be  swung  under 
the  tappets  to  support  them  on  the  sides  opposite  to  the  cams.  The  five  stand 
upon  one  jack  shaft  which  must  be  strong  enough  to  hold  up  five  stamps  together. 
The  jack  shafts  are  3  inches  in  diameter  and  long  enough  to  reach  between  the 
posts.  The  finger  bars  are  shod  on  the  end  to  prevent  wear  and  are  provided 
with  handles.     The  stamp  is  lifted  above  its  usual  height  by  placing  a  skid  or 
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cam  stick  upon  the  cam,  and  at  the  instant  the  stamp  reaches  the  top  of  this  lift 
the  finger  bar  is  swung  under  and  so  supports  the  stamp  at  a  point  higher  than 
t^Jat  reached  by  the  cam. 

The  cam  stick  is  either  a  square  stick  of  wood,  greased  on  the  under  side  and 
shod  on  the  top  side  with  rubber  or  leather  to  prevent  slipping  on  the  tappet,  or 
it  is  sometimes  made  of  strips  of  belting  riveted  together.  In  Mill  73  the  handle 
has  a  flexible  connection  with  the  stick  by  means  of  a  piece  of  rubber  hose,  as 
shown  in  Fig.  148.     This  prevents  any  jar  from  coming  to  the  hand. 

An  overhead  track  with  a  truck  and  a  hook,  supports  a  differential  hoist  which, 
attached  to  a  grip,  furnishes  means  to  hoist  any  stamp  along  the  Une.  Two  com- 
mon forms  of  this  grip  are  shown  in  Figs.  149  and  150. 

§  181.  Setting  Up  a  Stamp. — The  order  of  proceeding  as  described  by  Louis 
is  as  follows:  Put  the  dies  in  place;  lay  a  3-inch  plank  on  the  dies;  set  the  heads 
on  the  plank;  lower  the  stems  into  the  heads  without  packing  if  of  a  good  fit. 
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FIG.    148. — UTIOA    cam    stick. 
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FIG.  147. — jets  for  mortar. 


FIG.  149. — GRIP  USED 
AT  MILL  84. 


PIG.  150. — GRIP  USED 
AT  MILL  74. 


or,  if  the  socket  is  worn,  wrap  a  piece  of  canvas  or  sheet  iron  around  the  stem. 
Tap  the  stem  on  top  with  a  hammer  (guarding  it  with  a  board),  to  set  the  stem 
in  the  head.  Drop  the  stamp  a  few  times  at  a  very  low  drop  with  the  cam. 
Hoist  the  stamp  and  place  the  shoe  with  the  staves  in  position  and  again  drop 
several  times  on  the  plank  to  drive  the  shoe  home.  The  staves  expand  when  wet 
and  hold  the  shoe  firmly.  Take  out  the  plank  and  put  in  a  block  equal  to  the 
height  of  the  drop ;  slip  tappet  on  stem,  rotating  the  cam  until  the  tappet  rests 
upon  the  point  of  the  cam;  drive  the  tappet  keys  home  and  drop  the  stamp 
gently  a  few  times  upon  a  board  until  every  part  is  forced  into  place.  The 
tappets  will  have  to  be  set  again  very  soon. 

§  182.  Maintaining  Height  of  Drop. — As  the  shoe  and  die  wear,  the  height 
of  drop  increases,  but  is  restored  to  its  normal  by  resetting  the  tappets.  The 
practice  in  the  mills  is  shown  in  Table  121. 

At  Mill  66,  the  resetting  of  tappets  is  done  as  follows:  Suppose  the  finger 
bars  hold  the  tappets  1  inch  above  the  reach  of  the  cams,  then  blocks  1  inch 
higher  than  the  desired  drop  are  set  on  the  dies,  the  stamps  are  let  down  on  these 
blocks,  the  tappets  are  let  down  to  the  finger  bars,  and  the  keys  driven  tight. 
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TABLE  121. — ^BESETTING  TAPPETS. 


No. 


27 
66 
66 

67 
66 
69 
60 
61 
69 
6S 
64 
66 
67 


Height  of 
Drop  at  Start 


7M 


6 


Height  when 
Tai^pets  aie 


Inches. 


Frequency  of  Re> 
setting. 


IddajTS, 

90  days. 

MoDthlj. 

10  days. 

Weekly. 

On  daily  inspection. 

On  daily  iospeciloo. 

4  or  6  days. 

Fortnightly. 

On  daUy  inflection. 

WeeklT. 

On  daily  inspection. 

At  clean  up. 


Mill 
No. 


68 
71 
78 
78 
74 
75 
76 
77 
W 
88 
84 
88 


Height  of 
Drop  at  Start 


Height  when 

Tappets  are 

Reset. 


Inches. 
0 


0 
8 
9 


Frequency  of  Re- 
setting. 


When  necessary. 
On  daily  inspection. 
When  necessary. 
On  daily  inspection. 
On  daily  inspection. 
When  necessary. 
Weekly. 
Fortnightly. 
When  necessary. 
When  r 


15  days. 

On  daily  inspection. 


A  bar  may  be  used  for  lifting  the  stamps  when  necessary.    Mill  67  uses  the  same 
method  but  the  block  is  2  inches  higher  than  the  drop. 

At  Mill  73  the  preceding  method  is  employed  at  the  time  of  putting  in  new 
shoes,  but  the  periodic  shifting  of  tappets  to  allow  for  wear  of  shoes  and  dies, 
is  usually  done  without  hanging  up  more  than  one  stem  at  a  time,  except  that 
when  a  feed  stem  is  adjusted,  all  the  others  must,  of  course,  be  hung  up.  When 
the  battery  man  is  ready  to  set  tappets,  he  allows  the  battery  to  "pound  out," 
so  that  the  stamps  hit  the  dies.  He  then  measures  the  drop  with  a  stick  and 
notes  it  mentally.  Next  he  hangs  up  the  stamp  and  loosens  the  keys,  so  that 
the  tappet  can  be  moved  the  desired  amount  by  striking  it  from  below.  The 
keys  are  then  tightened  and  he  goes  on  to  the  next  stamp. 

§  183.  Putting  on  New  Shoes. — At  Mill  73,  new  shoes  are  put  on  the  stamps 
as  follows :  Hang  up  the  stamps,  remove  screen  and  chuck  block,  shovel  out  the 
sand  into  a  box,  drive  out  the  old  shoes,  hoist  the  stems,  put  blocks  under  the 
bosses,  setting  tappets  at  the  same  time,  tighten  the  tappets,  lift  the  stems  to 
take  out  the  blocks  from  below,  put  new  shoes  with  staves  on  them  in  place  under 
the  bosses,  drop  stems  until  shoes  are  driven  in,  return  the  sand  to  the  battery 
and  close  it  up.  The  old  shoes  are  scraped  for  adhering  amalgam,  which  often 
lodges  in  cavities. 

§  184.  The  Clean  Up  consists  in  cleaning  out  the  mortar,  saving  the  amal- 
gam, replacing  worn  parts,  and  putting  in  false  bottoms,  if  used.  The  time 
of  cleaning  up  is  apt  to  be  determined  by  the  amount  of  amalgam  which  col- 
lects in  the  battery,  or  where  inside  amalgamation  is  not  practiced,  by  the  life 
of  the  shoes  and  dies.  The  practice  in  the  mills  is  shown  in  Table  122.  A  few 
examples  will  be  given  to  show  the  variations  in  procedure.  The  first  will  be 
^ven  in  full,  but  of  the  others  only  the  points  will  be  given  in  which  they  differ 
from  the  first. 

At  the  Golden  Star  Stamp  mill  the  clean  up  comes  at  the  first  and  middle 
of  the  month.  The  former  is  carried  on  as  follows  :*®  At  quarter  of  seven  in 
the  morning  feeding  is  stopped.  The  stamps  are  made  to  drop  slowly  so  that 
at  seven  o'clock  there  is  no  more  ore  in  the  mortar  above  the  screen  frame.  The 
splash  boards  are  removed;  the  stamps  are  hung  up,  the  water  is  shut  off,  and 
the  engine  is  stopped.  The  mortars  on  one  side  of  the  mill  are  then  opened  by 
removing  the  canvas  shields,  screens  and  chuck  blocks.  The  canvas  shields  and 
screens  are  first  roughly  washed  by  playing  a  hose  over  them.  They  are  put 
aside  to  be  more  carefully  cleaned  later  on.  The  six  chuck  blocks  from  the 
batteries  facing  that  side  of  the  mill  which  is  being  cleaned  up,  are  placed  on 
two  apron  plates,  at  each  of  which  are  four  men  to  remove  the  amalgam,  under 
the  supervision  of  the  head  amalgamator.     This  is  done  by  scraping  the  inside 
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TABLB    122. — ^DETAILS    OF    CLEAN    UF. 


No. 


How  Often. 


Tools  Used. 


Producta. 


67 

70 
72 


Weekly.. 
Monthly. 


Weekly 

Seml-monttkly.. 
Semi-monthly.. 
Semi-monthly.. 


Monthly . 
Monthly  . 
Monthly . 


Hand  pans 

Clean  up  barrel;  mechanical 

settling  tank;  clean  up  pan, 
Clean  up  barrel;  hand  pans  . . 


^Semi-monthly.. 


Small  grinding  pan;  hand  p. 

gamated  plates;  settling 
Clean  up  barrel;  sluices... 
Clean  up  barrel;  clean  up  pa 
Clean  up  barrel;  hand  pans; 

settling  tanks. 
Cleanup   barrel;  hand  ~>' 

tUng  tanks. 


Scrap  iron,  to  waste;  coarse  ore,  returned. 
Scrap  iron,  to  waste;    coarse  ore,  retumed; 

aDialgam. 
Scrap  iron,  to  waste;  coarse  ore,  retomed;  black 

saud,  panned  for  gold. 

crap  iron,  to  waste;  coarse  ore,  returned;  flue 

pulp,  to  chlorination  works;  amalgam 
Scrap  iron,  lo  wai»te;  heavy  sand,  to  smelter; 

amalgam. 
Coarse  ore,  returned;  coarse  pulp,  to  pan;  fins 

pulp,  to  chlorination  works;  amalgam 


pans;   set- 


Semi-monthly  .... 

When  a  lot  of  ore  is 
finished 


Rocker;  clean  up  pan.. 
Mandp^ns 


When  dies  wear  out. 

Semi-monthly 

Monthly 


Screens  and  clean  up  pan. 


Amalgam;  sulphides;  slimes. 

(ioki  amalgam;  sulphiues,  and  wasta 

Scrap  iron,  to  waste;  coarse  ore,  returned;  coarse 
pulp,  for  next  barrel;  flue  pulp,  forchlorinat- 
mg  run;  amalgam. 

Scrap  irun,  decomposed;  coarse  ore,  rKumed; 
amalgam. 

Scrap  Iron,  to  waste;  coarse  ore  and  sand,  re- 
turned; amalgam, 

Scrap  iron,  to  waste;  black  sand,  to  maikeC 


Monthly 

Monthly 

When  dies  wear  out 
When   necessary    to 

put  In   new  shoes 

and  dies. 

Monthly 

Semi-montlUy.. . . 
Monthly 


Clean  up  barrel;  mechanical  bates; 

hand  paus;  aznalganuiied  plates. 

Clean  up  barrel 


Scrap  iron,  to  waste; 

amalgam. 
3>nd,  returned;  amalgam. 


coarse    ore,  retunied; 


None.. 


All  returned. 


Scrap  iron,  to  waste;  sand,  returned 


plates  with  a  chisel.  The  hard  amalgam  drops  oflf  on  the  apron  plate  beneath. 
As  much  amalgam  is  removed  as  is  possible  without  exposing  the  copper.  Then 
quicksilver  is  sprinkled  on  the  plate  to  dilute  somewhat  the  remaining  adhering 
hard  amalgam.  This  is  then  spread  evenly  over  the  plate  and  brightened  by 
scouring  with  a  whisk  broom  and  tailings,  and  finally  smoothed  with  a  soft 
paint  brush.  The  amalgam  that  has  dropped  on  the  apron  plate  is  collected 
at  the  head  and  put  under  lock  and  key  by  the  head  amalgamator.  In  this 
same  manner  the  chuck  blocks  of  the  entire  mill  are  scraped  and  cleaned  in 
four  sets  of  six  each.  In  the  mean  time,  another  set  of  men  scrape  and  wash 
the  rim  and  flanges  of  the  mortar  and.  collect  the  amalgam.  They  also  remove 
the  amalgam  from  the  outside  plates  which  has  settled  during  the  past  24  hours. 
This  is  then  also  taken  in  charge  by  the  head  amalgamator.  The  dressing  of 
the  outside  plates  does  not  take  place  as  yet.  In  order  to  keep  them  soft,  a 
little  quicksilver  is  sprinkled  over  them  and  evenly  distributed  with  the  brush. 
A  third  set  of  men  begin  with  the  work  on  the  mortar  as  Foon  as  the  amalgam 
from  the  apron  plate  has  been  removed.  Two  small  platforms  are  placed  at 
its  head  on  the  wooden  frame  for  the  men  to  stand  on.  They  then  remove  the 
water  still  remaining  in  the  mortar  and  shovel  out  the  sands  above  the  dies  into 
a  heap  on  the  apron  plate  (as  these  sands  consist  simply  of  coarse  ore  and  do  not 
contain  any  amalgam,  they  are  roturned  to  the  battery  after  the  dies  have  been 
put  again  in  place).  Before  the  die  can  be  taken  out,  the  stamp  has  to  be  raised 
higher  by  an  iron  bar  which  has  its  fulcrum  on  a  cross  piece  resting  on  the 
supports  for  the  splash  board.  To  keep  it  up,  a  4-inch  block  is  placed  on  the 
finger  bar.  The  dies  are  pried  up  with  an  iron  bar,  lifted  out  and  roughly 
cleaned.  Those  which  are  to  be  exchanged  are  taken  away  and  piled  up  to  be 
carefully  scraped  and  washed  in  due  time.  Those  that  are  still  good  are  re- 
turned to  the  mortar  without  further  cleaning.     After  the  dies  have  been  taken 
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out,  the  remaining  sand,  which  is  rich  in  amalgam  and  contains  pieces  of  iron 
that  have  accumulated  in  the  mortar,  is  shoveled  out  and  piled  up  in  a  con- 
venient place  to  be  treated  separately  in  the  rocker  and  the  pan.  Aiiy  particles 
of  amalgam  that  have  adhered  to  the  rough  sides  of  the  mortar  are  removed  and 
added  to  the  sands.  The  dies  are  now  put  in  place  again.  If  new  shoes  are 
required,  they  are  put  on  as  previously  described  in  §  183.  Then  the  recesses 
for  the  chuck  block,  screen  frame,  etc.,  are  cleaned  by  directing  a  hose  upon 
them,  and  these  are  put  in  place,  the  screens  having  first  been  cleaned  in  a 
wooden  box  with  brush  and  water.  When  the  chuck  block  is  in  place  the  sands 
first  removed  are  shoveled  in  to  fill  the  bottom  of  the  mortar,  up  to  the  top  of 
the  dies.  Tappets  are  set  as  previously  described.  When  the  engine  has  been 
started  up,  the  stamps  that  have  new  shoes  are  first  allowed  to  drop  several  times 
until  the  shoe  is  firmly  fastened  to  the  head.  The  splash  boards  are  put  back 
into  place,  ore  is  fed  into  the  mortar,  the  water  is  turned  on  and  the  stamps  of 
one  battery  after  another  are  let  down  from  the  finger  bars.  Special  care  has 
to  be  taken  by  the  feeders  to  regulate  the  ore  supply,  as  the  mortars  are  empty 
above  the  dies  when  the  mill  starts  up.  The  total  time  required  to  clean  up  this 
120-stamp  mill  is  seven  hours,  employing  both  the  night  and  day  shift.  After 
the  clean  up  is  over,  the  bottom  sands  are  treated  in  a  rocker.  Any  coarse  pieces 
of  iron  are  picked  up  and  collected  in  a  separate  heap.  When  the  pands  have 
been  rocked  for  a  little  while  and  the  hose  has  been  played  on  them,  the  residue 
on  the  hopper  is  broken  up  as  fine  as  possible  with  a  wooden  mallet.  The  prod- 
ucts obtained  by  rocking  are:  (1)  The  coarse  particles  remaining  finally  in  the 
hopper;  these  are  washed  in  a  coarse  screen  over  the  clean  up  pan  and  any 
amalgam  remaining  on  the  screen  is  picked  out  and  thrown  into  the  pan,  while 
the  residue  goes  back  to  the  battery.  (2)  The  heavy  sands  that  collect  on  the 
curtain  and  riffle,  which  are  taken  up  in  a  bucket  to  be  worked  in  the  pan.  (3) 
The  sands  settling  in  the  sluice  which  conducts  the  slimes  to  the  waste  flume, 
which  are  shoveled  out  and  returned  to  the  battery.  All  amalgam  goes  to 
clean-up  pan  and  is  treated  in  the  same  way  as  described  under  Mill  66  (§  217). 
The  pieces  of  iron  that  are  picked  out  from  the  sands  in  the  bottom  of  the 
mortar,  are  first  scraped  to  remove  any  amalgam  adhering  to  them :  they  are 
then  thrown  out  upon  a  heap  in  the  yard  and  left  there  to  be  corroded  by  atmos- 
pheric action.  The  rusting  is  hastened  by  adding  salt  to  the  heap  at  various 
times.  Once  a  year  the  iron  that  has  entirely  fallen  to  pieces  is  charged  with 
quicksilver  into  the  pan  and  its  gold  extracted.  At  the  middle  of  the  month 
iJie  clean  up  is  much  simpler,  as  only  the  chuck  blocks  are  taken  out  and  the 
mortar  is  left  intact,  except,  of  course,  when  any  break  has  occurred  in  shoe  or 
die. 

At  Mill  73  only  one  battery  is  cleaned  at  a  time.  The  water  remaining  in 
the  battery  is  siphoned  and  bailed  out  into  two  rectangular  pans,  15X14  inches 
and  3  inches  deep  on  one  side  and  2  inches  on  the  other.  The  low  side  is  slipped 
under  the  holes  at  the  edge  of  the  mortar  apron  and  as  the  bottom  rests  on 
a  slope  it  makes  the  top  of  the  sides  all  on  the  same  level.  The  screen  and  the 
chuck  block  and  amalgamated  plate  are  sent  to  clean  up  room.  The  outside 
plate  on  the  mortar  lip  is  scraped  for  amalgam.  The  top  gravel  is  put  into  a 
box  36X18X12  inches.  The  shoes  are  scraped  off  into  a  gold  hand  pan;  the 
under  gravel  is  put  into  buckets  and  goes  to  the  clean  up  barrel  (§  228).  The 
dies,  the  lip,  and  the  splash  board  are  scraped  and  the  scrapings  are  put  into 
one  of  the  two  rectangular  pans.  These  two  pans  go  to  the  clean  up  barrel.  A 
little  top  sand  is  put  in  the  mortar  before  the  dies  are  put  in,  and  then  the 
parts  are  all  replaced  and  stamping  resumed.  Total  time  required  is  40  minutes 
per  battery.  In  the  clean-up  room  the  chuck  blocks  arc  scraped  with  iron 
scrapers  made  of  old,  womout,  half  round  files,  groimd  to  sharp  edges;  the 
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plates  are  re-amalgamated  by  the  use  of  a  little  cyanide  and  sent  back  to  tlie 
battery;  the  screens  are  cleaned  of  amalgam  and  then  sent  to  the  carpenter's 
shop  for  new  plates,  duplicate  screens  being  always  on  hand  to  go  to  the  battery. 
The  amalgam  obtained  is  ground  separately  for  each  battery  in  a  muUer  mortar. 
The  clean  up  barrel  is  also  here  and  is  described  in  §  228. 

At  Mill  67  the  outside  plates  are  dressed;  the  side  keys  loosened;  the  top 
board  and  screen  are  taken  out;  the  screen  is  dried,  cleaned  and  the  buhr  slots 
closed  up  by  the  foreman;  the  bottom  key  on  chuck  block  is  loosed  until  the 
water  has  all  drained  from  the  mortar,  taking  about  four  minutes;  the  chuck 
block  with  inside  V-amalgamated  plate  attached,  is  lifted  out,  put  on  the  table 
and  the  plate  scraped  and  cleaned;  the  mortar  sands  are  shoveled  into  a  tank 
alongside  the  battery;  the  dies  are  lifted  out  and  cleaned  on  planks  over  the 
long  plate ;  the  shoes  are  cleaned  and  the  final  sands  in  the  bottom  of  the  mortar 
are  taken  out  by  small  hand  shovels  and  added  to  those  in  the  tank.  One 
mortar  can  be  cleaned  thus  in  1 J  hours.  The  cleaning  up  of  the  battery  residue 
in  the  tank  is  by  panning  tubs  and  sink,  gold  pans  and  sieve. 

At  Mill  77,  all  the  sand  in  the  mortar  is  returned  without  panning,  as  it 
rarely  carries  much  amalgam  (because  the  plates  collect  it),  and  never  any 
coarse  gold.  The  scrap  iron  waste  collects  upon  the  bottom  bar  of  the  screen 
frame  and  is  thrown  out  when  the  screens  are  changed  or  replaced.  On  all 
these  accounts,  the  clean  up  only  comes  when  the  dies  are  worn  out. 

At  Mill  57  the  residues  from  the  batteries  first  cleaned  are  fed  into  the  battery 
last  cleaned.  The  final  accumulation  from  this  battery  is  removed  in  buckets 
and  panned,  iron  being  picked  out  with  a  magnet.  The  heavy  stufif  from  the 
panning  goes  to  a  grinding  pan,  while  the  light  stuflf  is  treated  in  a  clean  up 
barrel. 

§185.  Power  for  Stamps. — This  is  consumed  in:  (1)  Lifting  the  stamp. 
(2)  Friction  of  the  cam  on  the  tappet.  (3)  Friction  of  the  cam  shaft  in  it? 
bearings.  (4)  Friction  of  the  stem  in  the  guides.  The  apparent  waste  of 
power  in  the  blow  which  the  cam  strikes  against  the  tappet  is  not  real,  for  prac- 
tically an  equivalent  amount  of  power  is  restored  by  bringing  the  stamp  to  rest 
at  the  top  of  its  lift. 

Louis  has  made  an  estimate  of  the  power  consumed  for  a  battery  of  \en 
900-pound  stamps,  dropping  7  inches  90  times  per  minute,  the  weights  for 
which  are  as  follows:  Weight  of  cam  shaft  (16  feet  X  6  inches),  1,000  pounds; 
weight  of  pulley,  2,050  pounds;  weight  of  10  cams,  1,410  pounds;  weight  of 
5.1  stamps  (the  average  number  being  lifted  all  the  time),  4,590  pounds; 
pull  of  belt,  900  pounds.  He  gets  the  following  results:  Lifting  stamp,  1.432 
horse  power  per  stamp ;  friction  of  cam  on  tappet,  0.209  horse  power  per  stamp ; 
friction  of  cam  shaft  in  bearings,  0.754  horse  power  for  10  stamps  or  0.075  horse 
power  per  stamp ;  friction  of  stem  in  guides,  0.006  horse  power  per  stamp ;  total, 
1.721  horse  power  per  stamp. 

In  designing  mills,  Fraser  &  Chalmers  make  rough  estimates  for  power  for 
stamps  weighing  650,  750,  850,  900  and  950  pounds  as  1,  1\,  1^,  IJ  and  1|  horse 
power  respectively. 

It  is  easy  to  compute  from  the  weight,  the  height  of  drop,  and  the  number 
of  drops  per  minute,  the  horse  power  expended  in  overcoming  gravity.  The 
portion  expended  in  overcoming  friction,  however,  is  not  so  easily  computed. 
We  may,  however,  obtain  a  ratio  between  the  total  horse  power  and  the  horse 
power  to  overcome  gravity,  and  the  ratio  will  prove  of  use  in  computing  power 
for  other  stamps.     A  few  determinations  of  this  ratio  are  given  in  Table  123. 

Table  124  shows  the  horse  power  required  by  the  mills  and  their  duty  per 
horse  power  based  on  the  calculated  horse  power.  The  column  headed  "Actual 
horse  power"  contains  the  figures  either  estimated  or  measured,  as  furnished  by 
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TABLE    123. — SHOWING    RATIO    BETWEEN    TOTAL    HORSE    POWER    AND    THAT    RE- 
QUIRED   TO    OVERCOME    GRAVITY. 


Ratio. 

Authority. 

Total  Power,  how  Obtained. 

1.1«7 
1.099 
1.90S 

VoDReytt~» 

Mill   7 

Dynamometer. 
Indicator  on  en^ne. 
'llieoretical  calculation. 

Louis** 

the  mills.    The  column  headed  '^Calculated  horse  power'^'  is  computed  by  the 
formula. 

Weight  of  stamp  X  drop  in  feet  X  drops  per  minute 

horse  power=: — -X  1.127, 

33,000 
in  which  the  figure  1.127  is  from  Von  Keytfs  ratio  in  Table  123. 


TABLE    124. — POWER  FOR  STAMPS. 
AbbreTiationa—E.= Estimated;  n.  P.ehorae  power;  M.gMeasured. 


MiU  No. 

Weight  of 
Stamp. 

Pounds. 

S7 

800 

88 

780 

M 

DOO 

65 

860 

56 

«0 

£7 

860 

56 

1,000 

60 

900 

00 

780 

61 

960 

m 

1,100 

68 

860 

64 

800 

66 

860 

67 

868 

68 

80O 

TO 

8Gu 

71 

860 

79 

750 

78 

8U0 

T4 

960 

75 

818 

76 

780 

77 

660 

88 

900 

88 

900 

84 

978 

85 

860 

87 

850 

88 

660 

Height  of 
Drop. 


Actual  Hone 

Power  per 

Stamp. 


Calculated 
Horse  Power 
per  Jtamp. 

(Average.) 


Capacl^per 
Stamp  per 
84  Hours. 


Tons. 
8 

S« 

4 

6 

1.6 

8 

i!f 

8 
8to8 
8 
8.1 

l^totti 


Duty  of 

Stamp  per 

84  Hours 

per  H.  P.  (a) 


Tons. 
1.4 
8.8 
8.8 
8.1 
5.4 
1.0 
1.6 
0.9 
1.4 
1.9 
1.4 
1.4 
1.8 
8.4 
8.1 
1.1 


1.9 
8.8 
8.4 
8.0 
8.5 
1.4 
1.8 
1.8 
1.0 
1.1 


(a)  Averacre,  1 .88.    (6)  This  iz  for  a  drop  of  6*    inches. 


§  186. — Cost  op  Crushing  by  Stamps. — It  is  impossible  to  give  a  general 
figure  to  cover  all  eases,  but  the  various  items  vf  cost  can  be  discussed  one  by 
one,  and  the  effect  upon  them  of  varying  conditions  can  be  shown.  The  figures 
are  intended  to  cover  merely  the  cost  of  stamping  and  amalgamating  without 
including  the  preliminary  rock  breaking  or  subsequent  concentration.  The  items 
are  as  follows: 

(a)  Interest,  Taxes,  Insurance  and  Depreciations, — Assuming  $300  per  stamp 
as  the  cost  of  a  battery,  not  including  cost  of  transportation,  and  allowing  10% 
per  year  for  the  above  charges,  also  assuming  the  duty  of  one  stamp  as  2.7  tons 
per  24  hours,  running  350  days  per  year,  then  the  cost  per  ton  crushed  is  3.172' 
cents,  which  would  be  increased  by  an  amount  depending  on  the  cost  of  trans- 
porting the  machinery  to  the  mill  site. 

(6)  Power. — An  average  of  26  mills  in  Table  124  gives  1.83  tons  of  ore 
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stamped  per  24  hours  per  horse  power.  Using  13  cents  as  the  cost  of  a  horse 
power  per  24  hours,*  the  cost  per  ton  becomes  7.136  cents.  This  is  probably 
low,  as  in  Mills  56,  59  and  72,  using  water  power,  one  horse  power  requires  1.67, 
1  and  1.67  miner's  inches  of  water  respectively,  and  costs  33.33  cents,  18  cents 
and  50  cents  respectively.  This  makes  the  cost  per  ton  stamped  18.213  cents, 
9.836  cents  and  27.32'2  cents  respectively.  At  Mills  68,  82,  83  and  84,  which 
employ  steam  power,  the  cost  for  fuel  and  attendance  alone  for  engines  and 
boilers  per  horse  power  is  28  cents,  24.7  cents,  11.625  cents  and  16.5  cents  re- 
spectively. This  makes  the  cost  per  ton  15.301  cents,  13.497  cents,  6.352  cents 
and  9.017  cents  respectively. 

(c)  Wearing  Parts, — Average  cost  for  shoes  and  dies  in  14  mills  of  Table 
107,  is  5.030  cents  per  ton. 

Average  cost  for  screens  in  15  mills  of  Table  101,  is  1.233  cents  per  ton. 

Cost  of  mortar  linings  estimated  from  Mills  57  and  64  at  0.5  cent  per  ton. 

Average  cost  for  bosses  in  13  mills  is  0.399  cent  per  ton. 

Cost  of  stems,  estimated  from  data  given  by  Mill  64,  is  0.276  cent  per  ton. 

Average  cost  for  tappets  in  9  mills  is  0.556  cent  per  ton. 

Average  cost  for  cams  in  7  mills  is  0.303  cent  per  ton. 

Cost  for  guides,  belts,  etc.,  may  be  estimated  at  1.000  cent  per  ton. 

(d)  Mercury  Consumed. — Seventeen  mills  give  figures  ranging  from  0.07  to 
8.00  ounces  per  ton.  Omitting  the  latter  amount,  which  is  far  above  all  the 
others,  the  average  is  0.339  ounces  per  ton.  With  mercury  at  $40  per  flask  (76.5 
pounds),  this  amounts  to  1.107  cents  per  ton.  J.  Hays  Hammond'*  states  that 
the  loss  of  mercury  is  J  ounce  per  ton  on  an  average.  This  amounts  to  1.634 
cents  per  ton,  with  mercury  at  $40  per  flask. 

(e)  Labor, — Figures  from  12  mills  range  from  3.2  cents  to  13.6  cents  per 
ton.  The  average  is  7.909  cents  per  ton.  If  hand  feeding  is  used,  it  greatly 
increases  the  cost  for  labor.  Thus,  at  Mill  77,  six  men  at  $3  each,  are  required 
per  24  hours  for  feeding  75  stamps,  crushing  85  tons.  This  amounts  to  21.176 
cents  per  ton,  almost  all  of  which  is  additional  to  the  above  average  figure. 

(/■)  Water  Used. — The  average  water  used  in  the  mills,  as  shown  in  Table 
135,  is  6.68  tons  per  ton  of  ore.  The  cost  varies  greatly  in  different  mills.  In 
mills  which  use  mine  water,  the  cost  is  counted  as  nothing,  being  charged  off  as 
mining  expense.  At  Mills  56,  59,  72,  and  the  Gover  mill,*^  water  costs  30 
cents,  18  cents,  20  cents  and  20  cents  respectively,  per  miner's  inch  per  24 
hours.  A  miner's  inch  amounts  to  67.05,  67.10,  67.50  and  67.50  tons  of  water 
per  24  hours,  respectively.  For  6.68  tons,  the  cost  would  be  2.989  cents,  1.792 
cents,  1.979  cents  and  1.979  cents  respectively,  that  is,  these  figures  represent 
the  cost  per  ton  of  ore  crushed.  Mill  84,  which  is  in  a  very  dry  country,  has  to 
pump  its  water  18  miles  and  up  400  feet.  The  cost  for  fuel  alone  per  ton  of 
water  pumped,  is  1.097  cents.  The  cost  for  labor  and  incidentals  would  be  at 
least  as  much  more,  making  a  total  of  2.194  cents  per  ton  of  water  pumped. 
This  mill,  however,  by  a  system  of  settling  and  repumping  at  a  very  slight  cost, 
makes  the  water  go  a  long  way,  so  that  only  2.4  tons  of  water  are  actually  con- 
sumed per  ton  of  ore  crushed.  If  the  above  assumption  is  correct,  the  cost  per 
ton  of  ore  is  equal  to  5.266  cents,  but  it  is  probably  low,  because  the  water  main 
is  18  miles  long  and  this  will  have  more  than  ordinary  interest  charges. 

EuNNiNQ  OP  Stamps. 

•  This  includes  the  effects  of  the  various  conditions  and  adjustments  upon  the 
work  of  stamping,  with  respect  to  quantity  of  ore  broken,  and  the  quality  of  the 
pulp,  that  is  to  say,  whether  it  is  coarse  or  fine,  and  lastly,  the  efficiency  of  the 

*  Kent's  "  Mech.  Eng.  Pocketbook/'  p.  790. 
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battel^  amalgamation.  In  all  the  stamping  problems,  the  machine  will  either 
be  adjusted  so  as  to  put  through  the  greatest  amount  of  rock,  making  the  mini- 
mum of  slimes,  or  it  will  be  adjusted  to  stamp  finely,  making  a  large  percentage 
of  slimes,  sacrificing  quantity  somewhat  to  obtain  that  end.  The  adjustments 
will  now  be  taken  up  and  discussed  individually. 

§  187.  Kind  of  Ore. — The  harder  and  tougher  the  ore,  the  slower  will  be  the 
crushing;  the  softer  and  more  friable  or  granular  it  is,  the  more  rapid.  An 
example  of  this  is  in  the  Harshaw  mill,  which  stamped  at  the  high  rate  of  6 
tons  per  stamp  per  24  hours.  The  ore  consisted  of  horn  silver  and  decomposed 
quartz,  clay,  hydrated  oxide  of  iron,  and  black  oxide  of  manganese.  Very  clayey 
ores  tend  to  impede  crushing. 

§  188.  The  Size  of  Feed. — The  smaller  the  lump,  the  more  rapid  will  be  the 
stamping,  until  it  is  so  fine  as  to  be  unstable  upon  the  die.  A  layer  of  rock  one 
grain  deep  is  the  most  efficient  arrangement  for  any  size,  because  it  is  struck 
direct  by  the  shoe  and  cannot  change  its  form  without  fracture.  If  the  layers 
are  several  grains  deep,  they  constitute  a  mass  of  particles  which  can  yield  to 
change  of  form  with  diminished  amount  of  fracture. 

Practically,  however,  there  is  a  minimum  thickness  of  layer  below  which  the 
safety  of  the  die  would  be  imperiled.  This  thickness  would  be  greater  with  a 
heavier  stamp  or  high  drop  stamps,  but  an  average  would  be  about  1  inch. 
Hence,  in  wet  crushing  it  seems  clear  that  the  most  efficient  size  of  feed  is  that 
which  corresponds  to  this  minimum  safe  layer,  and,  since  preliminary  crushing 
by  breaker  is  much  cheaper  than  by  stamps  (less  than  one-fifth  the  cost,  accord- 
ing to  Louis),  the  diminished  cost  is  a  strong  argument  for  feeding  the  stamps 
with  this  small  size.  In  dry  crushing  the  conditions  are  different  and  the  limit 
will  be  lower,  say  %  inch,  or  less.  Some  authorities  claim  smaller  size  than  1-inch 
diameter  as  that  suitable  for  feeding  stamps.  For  example,  Louis  places  it  at 
3  inch  and  states  that  it  may  even  be  economy  to  use  two  breakers,  one  following 
file  other,  to  get  this.  Bernard  McDonald**'  reduces  the  ore  to  J-inch  maximum, 
with  crushing  rolls  preparatory  to  stamps  which  crush  3^  to  3^  tons  per  stamp 
per  24  hours.  Rose*'  recommends  ^-inch  diameter  for  feed  for  light  stamps, 
^inch  diameter  for  heavy  stamps.  Thus,  Bose  states  that  the  Huanchaca  Min- 
ing Co.  increased  the  capacity  20%  by  putting  rolls  between  the  breaker  and  the 
stamps. 

In  mill  practice  larger  sizes  than  1  inch  prevail,  as  is  shown  in  Table  125. 
The  three  smallest  sizes  in  the  table,  those  of  Mills  27,  85,  87  and  88,  are  mid- 
dling products. 

TABLE  125. — SIZES  OF  FEED  FOR  STAMPS. 


Maadnram  Stse  of  Feed. 
Inches. 

HUls. 

Maximum  Size  of  Feed. 
Inchen. 

Mills. 

Ron  of  inin« 

58, -70,  71,78 

77 

56 

50 

68 
54,  67,  60,  85,  78,  7a,  74 

61 

IW 

56,  68,  06, 07,68, 88,88, 84 

4U  <Rmki«n  hv  luLfw1\ 

lis 

% 

68 

» 

27 

9kL 

8  inpsii 

88 

r::;::;::;:;;:::::::;::::::::; 

4  mesh 

86,87 

\% 

§  189.  Method  of  Feeding. — ^Whether  it  is  done  by  hand  or  by  automatic 
feeder,  the  feeding  of  the  stamp  is  a  most  important  element  in  the  capacity  of 
a  mill.  The  attendant  judges  the  condition  of  the  layer  of  ore  upon  the  die  by 
taking  hold  of  the  stamp  stem  and  following  it  down  while  it  strikes  the  blow. 
If  the  layer  of  rock  is  too  thin  it  will  have  a  decided  rebound ;  if  too  thick,  it 
will  strike  with  a  dull,  sinking  blow;  if  right,  it  will  strike  a  sharp,  hard  blow 
with  hardly  an  indication  of  a  rebound.     It  is  this  blow  which  stamps  the  most 
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rock  in  24  hours,  aod  it  is  well  worth  the  expense  to  employ  enough  intelligent 
men  to  tend  the  feeders  closed  in  order  to  attain  this  end. 

At  Charleston,"  Ariz.,  in  a  wet  stamping  silver  mill,  the  capacity  of  the  mill 
was  increased  6%  by  sifting  out  the  fine  ore  previous  to  stamping. 

§  190. — Mercury  Fed  to  Battery. — There  seems  to  be  a  number  of  reasons 
in  favor  of  feeding  mercury  to  the  battery.  Some  of  them  will  be  brought  out 
in  the  following  discussion:  A  nugget  of  gold,  lying  on  the  die  under  a  bed  of 
sand  is  violently  abraded  by  the  blow  of  the  stamp.  This  leaves  a  brightened 
nugget  of  gold  of  less  size  than  before  the  blow  and  a  number  of  fine  floating 
particles  which  have  been  scoured  from  the  surface  of  the  larger  nugget  If 
on  the  other  hand  the  nugget  is  coated  with  quicksilver,  this  plastic  ddn  greatly 
hinders  abrasion  and  weights  down  the  fine  particles  of  gold  which  are  abraded. 
As  a  consequence,  both  the  nuggets  and  the  fine  abrasives  are  in  better  condition 
to  be  caught  by  the  quicksilver  of  the  inside  or  outside  plates  than  if  they  had 
not  been  coated.  Commercially,  amalgam  is  a  paste  of  little  nuggets  of  gold, 
each  coated  with  quicksilver,  which  may  or  may  not  have  penetrated  to  the  center 
of  the  nuggets.* 

As  to  the  quantity  of  quicksilver  required,  the  mill  practice  (see  Table  126) 
runs  from  1  ounce  up  to  6  ounces  of  quicksilver  for  each  ounce  of  gold  caught 
The  majority  of  the  mills  appear  to  use  about  1^  ounces  per  ounce  of  gold. 
Inside  amalgamation  as  a  whole,  that  is,  the  use  of  inside  plates,  as  well  as  the 
feeding  of  mercury,  is  used  in  the  majority  of  mills,  the  opinion  being  that  it 
is  better  to  catch  the  gold  as  early  as  possible  by  these  means,  even  though 
capacity  is  somewhat  diminished  by  the  higher  discharge,  or  wider  mortar  re- 
quired to  prevent  scouring  of  the  inside  plates.  No  rule  can  be  laid  down  for 
the  frequency  of  the  charging  or  the  amount  of  the  charge  of  mercury  for  the 
mortar.  The  only  safe  guide  is  the  appearance  of  the  outside  plates.  If  liiese 
plates  are  hard  and  the  amalgam  is  crumbly,  sufficient  mercury  has  not  been 
added.  On  the  contrary,  if  mercury  is  distinctly  visible  on  the  plates,  either  in 
drops  or  streaks,  or  if  patches  of  bright,  polished  plate  appear,  it  is  evident  that 
mercury  has  been  added  too  freely.  Mill  67  uses  an  enameled  iron  cup  or  bowl, 
holding  i  pint  in  which  to  keep  the  mercury  and  charges  it  into  the  mortar  by 
pouring  a  sufficient  quantity  into  the  hollow  of  the  hand  and  scattering  it  into 
the  mouth  or  feed  opening  of  the  mortar. 

TABLE    126. — DETAILS  OF   MERCURY   FED  TO   BATTERIEa 

None  is  fed  in  Mills  27,  68,  58,  68,  83,  84,  87. 
Not  reported  in  Mills  64,  56,  00,  68,  70.  86,  88. 
lU  ounoee  mercury  per  ounce  fcold  in  Mills  66,  71, 7S. 

Fed  as  required,  judging  from  appearance  and  hardnen  of  the  amalgam  on  the  plates  In  Mills  66,  87,  TS^ 
78,  74,  76.  88. 

1  to  8  ounces  per  ounce  gold  in  Mill  60. 

^  .»  \i  ii  .*        ii        .»      gg^ 

6  '•       "       "         "     "     "    67! 

«w  II  II  «i  «t       »t        II     niv 

lU         »•       "       "        "     ••     "    6i;  including  outside  plates. 

mto8  *'       **       **        **     "     "    64,  according  to  appearance  and  hardness  of  amalgam,  or  M  to  ^ 
pouna  per  battery  per  84  hours,  according  to  appearance  of  amalgam  on  apron  plates. 
It  is  fed  hourly  in  Mills  66,  68,  66,  71.  78,  74. 
It  is  fed  every  2  hours  in  Mill  76;  others  not  reported. 

The  amount  of  mercury  fed  may  be  used  to  calculate  the  probable  result  of 
a  clean  up  at  the  end  of  a  run.  Thus  W.  J.  Loring  at  Mill  73  takes  the  total 
amount  of  quicksilver  fed  during  the  run  and  assumes  a  product  of  $14  or  $15 
per  ounce  which  experience  has  shown  to  be  about  right;  to  this  he  adds  the 
value  of  hard  amalgam  removed  by  steel  scrapers  (see  §  533),  estimated  at  $70 
per  pound.  The  total  will  be  very  nearly  the  yield  of  the  clean  up.  Of  course 
the  values  to  be  assumed  will  vary  in  different  mills  and  can  only  be  found  by 
experience. 

*  For  a  very  full  discussion  of  amalgams,  see  Louis,"  p.  79. 
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With  any  given  ore,  the  amount  of  merciuy  fed  and  the  concentrates  obtained 
day  by  day  will  usually  form  a  basis  for  estimating  the  assay  value  of  the  ore. 
If  one  of  these  factors  varies,  the  other  should  vary  likewise  provided  the  amal- 
gamated plates  are  always  kept  of  the  same  consistency. 

§  191.  Arra  of  Dischabge  is  the  total  area  of  openings  through  which  the 
water  actually  issues.  There  are  two  quahties  of  the  screen  which  affect  this: 
(a)  The  percentage  of  opening  in  the  screenj  and  (6)  the  horizontal  length  of 
screen.  The  effect  of  the  former  upon  capacity  and  quality  of  crushing  has 
been  discussed  under  screens.  (See  §  145  et  seq.)  In  regard  to  the  latter,  since 
the  splash  rarely  exceeds  9  inches  in  height  on  the  screen,  the  available  height  is 
nearly  constant,  whatever  the  actual  height  may  be.  This  leaves  the  length  of 
the  screen  as  the  measure  by  which  the  area  of  discharge  will  be  increased. 
Greater  length  can  be  gained  by  cutting  down  the  vertical  bars  between  the 
panels  to  the  narrowest  safe  limit,  but  double  discharge,  that  is,  discharging  in 
front  and  behind  (see  Fig.  115),  gives  the  largest  gain.  Double  discharge 
would  seem  logically  to  be  advisable  where  high  speed  of  crushing  is  sought. 
(See  §  144.)  It  has,  however,  not  found  favor  in  most  mills  for  the  following 
reasons:  (a)  It  requires  more  water  per  ton  of  ore  stamped,  which  may  dilute 
the  pulp  too  much  for  the  vanners,  while  the  capacity  is  only  slightly  increased. 
At  Clunes,  Australia,  double  discharge  batteries  use  8  to  10  gallons  of  water  per 
stamp  per  minute  for  2J  tons  of  ore  crushed  per  24  hours,  while  at  Ballarat, 
single  discharge  batteries  use  5  gallons  per  minute  to  crush  2  tons  in  24  hours 
per  stamp.**  (6)  Double  discharge  gives  less  time  for  battery  amalgamation. 
(c)  The  splash  or  swash  in  the  wider  mortar  acts  less  violently  upon  the  screens, 
which  are,  therefore,  more  likely  to  clog  up.  (d)  The  rear  screen  is  awkwardly 
situated  for  changing  and  in  consequence  is  liable  to  be  neglected.  Bernard 
McDonald,"^  however,  commends  the  double  discharge.  He  finds  the  rear 
screen  lasts  as  long  as  the  front,  namely,  10  to  14  days.  Mill  56  also  finds  the 
rear  screen  lasts  as  long  as  the  front. 


TABLB  127.— AREA  OP  DISCHABGE. 

MiU 
No. 

Total  Screen 
AJ«a. 

NetLeD«:th 
uf  Screen. 

iNetAreaof 
Openings 
in  Screen. 

Capacity 
per  Stamp 
per84houre. 

6 

Total  Screen 
Area. 

NetLentrth 
of  Screen. 

Net  Area  of 
Openings 
in  Screen. 

Capacity 
per  Stamp 
per  84  hours 

27 
56 

Sq.  IncbeB. 
1,066 

900 
585 

eoo 

J       884 

i      480 

6S8 
886 
4«H 

Inches. 

06 
About  60 

06 

45 

60 

48 

SS 
48 

48 
47 

Sq.  Inches. 

887.5 

848.8 

99.1 

845.4  or  898.4 

76.4 

88.4 

70.8 

41 .8  or  60 

Tons. 
8.0 
4.0 
6.0 
1.6 
8.0 

[      1.6 

8.0 

8to8 

8.1 

8.875 

8.6  to  8.86 

68 
71 
72 
78 
74 
75 
76 
77 
88 
84 
87 

Sq.  Inches. 

604 

488 
[      806 

894 

196 
518 
546 
1458 
800 

Inchea 
48 

44 

40 
86 
54 
48 
06 
100 

Sq.  Inches. 
187.0 

Tons 
1.75 
8.4 

56 

ST 

58 

SO 

88.7 
TO.6 
149.1 

8.5 
8.6 

8.76 

8.8 
8.5 

61 
64 

86.1 
808.0 
478.1 

65 

76.9 
About  84.6 

67 

§  192.  Triple  Discharge,  Two-Stamp  Mills. — Several  manufacturers, 
among  whom  are  the  Joshua  Hendy  Machine  Works,  Fraser  &  Chalmers,  and 
the  Hammond  Manufacturing  Co.,  are  making  two-stamp  batteries,  which  have 
large  area  of  discharge.  They  are  especially  adapted  to  prospecting  and  develop- 
ment work.  In  the  Joshua  Hendy  design  (see  Fig.  151),  the  stamp  weighs  850 
pounds  and  drops  an  average  of  6  inches  100  times  per  minute.  The  mortar  has 
two  end  screens,  the  area  of  each  of  which  is  115  square  inches,  and  a  front 
screen  whose  area  is  236  square  inches,  making  a  total  of  466  square  inches 
screen  area,  which  is  nearly  equal  to  that  of  their  ordinary  five-stamp  battery 
with  single  issue  (520  square  inches). 
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The  Hammond  Manufacturing  Co.  two-stamp  battery  has  the  stamps  weighing 
850  pounds  each,  with  speed  and  parts  similar  to  regular  stamp  mill.  The 
capacity  of  the  mill  is  4  to  7  tons  per  day,  using  about  4  horse  power. 


FRONT  VIEW  END  VIEW 

FIG.    151. — ^TWO-STAMP   MILL. 

§  193.  Size  op  Holes  in  Screens. — Other  things  being  equal,  the  larger  the 
holes  in  the  screen,  the  greater  will  be  the  capacity  of  the  stamps,  and  the  less 
will  be  the  slimes.     To  illustrate  this  the  following  examples  are  given : 

(a)  The  results  of  trials  with  three  sizes  of  screen  made  at  the  Ontario  dry 
stamping  mill.^®°  The  stamps  weigh  850  pounds  each  and  drop  1\  inches  92 
times  per  minute. 

M«Hih  of  Rcr«»ei  used 16 

Tuns  crusi<ed  per  stamp  per  24  hours 8.S5 

SIZING  OF  THE  PRODUCTS. 

On20me«h 8.W 

Through  20  on  80  mesh ^.\% 

Through  80  on  60  mesh \A.\% 

Through  60  ou  90  mesh 12.8){ 

Through  90  on  120  mesh 9.7% 

Through  lao  mesh B4.8jC 


SO 

80 

8.75 

1.7 

O.Ojt 

O.Ojt 

4.83^ 

0.0< 

14.7j< 

7.« 

ll.OjC 

10.9^ 

ll.OjJ 

18.6j< 

so.ojc 

67.7* 

(5)  A  trial  of  two  sizes  of  screen  at  Mill  67: 

Size  of  battery  screen  used 80  mesh 

SIZING  OF  PULP. 

On  50  mesh 8< 

Through  .W  on  60  mesh 5< 

Through  60  on  80  mesh H 

Through  80  mesh. f  6jC 


40  mesh 


O.W 
8.6* 
4.0* 
08.0« 
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This  led  to  the  adoption  of  the  30-mesh  screen,  as  the  assays  showed  very 
little  difference  in  the  two  cases.  With  either  screen  the  tailings  above  80  mesh 
assayed  50  cents  per  ton  and  those  below  80  mesh  56  cents  per  ton. 

(c)  A  trial  of  two  sizes  of  screen  at  Mill  65: 

Biie  of  screen  used lOmesh  Mmesh. 

Tons  crushed  per  84  hours  per  stamp 4  8.6 

SIZINO  TESTS  OF  FULP. 

OnSOmesh Iflgf  O.Q89( 

Throufirh  90  on  40  mesh 9H  18.00j( 

Through  40  on  00  mesh 10%  IS.OOjT 

Through  60  on  80  mesh ^  9.00jf 

Through  8U  mesh 4S^  60.00j( 

{d)  Another  test  at  Mill  65,  using  a  14-mesh  screen  on  ore  that  contained 
12.46  ounces  of  silver  per  ton  and  0.59  ounce  gold. 

Abbreviation.— Oe.  souDoes. 


Per  Cent. 

Assavin 
Os.   Silver 
per  Ton. 

Asaajin 
OsTGold 
per  Ton. 

Per  cent  of 

total 

Silver. 

Per  cent  of 
Total 
Gk>]d. 

On  90  mesh 

1.12 
6.13 
6.65 
8.16 
1.44 
1.78 
4.14 
8.96 
68.88 

81.75 
6.76 
6.58 

^{1.80 

17.49 
8.80 
7.46 
0.41 

11.90 

9.tt 
0.80 
1.48 
l.TO 
0.69< 
0.88 
1.96 
0.74 
0.80 

9.90 
8.47 
8.08 

14.86 
9.11 
1.89 
9.60 
6.61 

68.06 

6.66 

8.11 

14.18 

98.48 

1.57 

0.98 

8.88 

10.88 

89.19 

Throiiflrh  90  on  80  mffClh 

Through  80  on  40  mpst). 

Through  40  on  50  mesh 

Thffrmg^  fiO  on  60  mesh. . . .  t  .  r 

Through  60  on  70  mesh. ..  r «..  r .  r  r ....... . 

ThwrrtiPh  70  on  80  mesh 

Through  80  on  100  mesh. . . . .  r 

Through  100  mesh. 

(e)  A  sizing  test  at  Mill  77: 

On  80  mesh  (0.60  mm.X O.M% 

Through  80  on  40  mesh  (0.60  to  0.49  inm.) 9.9]i( 

Through  40  on  60  mesu  (0.48  to  0.96  mm.) 8.96j( 

Through  60  on  HO  mesh  (0.95  to  0.16  mm.) 1 .96)C 

Through  80  on  190  mesh  (0.16  to  0.19  mm.) 19.69)r 

Through  190  on  900  mesh  (0.19  to  0.068  mm.) 90.96)( 

Through  )900  mesh  (0.068  to  0  mm.) 87.96)C 

Total lOO.OQjr 

This  shows  the  quality  of  crushing  under  the  Colorado  system. 
(/)  Two  mills  in  Placer  County,  Cal." 


Name  of  Mill. 

Weight  of 
Stamp. 

Height  of 
Drop. 

No.  of  Drops 
per  Minute. 

Siie  of  Hole. 

Stamp  per 
94  hours. 

MomiDg  Star  Oe*nent  Gravel  Mine 

Cement  Qrmvel  Drift  Mioini;  Co 

Pounds. 

850 

1,160 

Inches. 
6to8 
6to8 

96  to  100 
96 

Inches. 
A  (round) 

7S 

Tons. 
19 

8 

The  capacities  of  these  two  mills  are  exactly  proportional  to  the  sizes  of  holes, 
even  though  the  one  which  has  less  capacity  has  much  the  heavier  stamp. 

(g)  Further  sizing  tests  may  be  found  in  Tables  318  and  319. 

On  the  other  hand,  the  size  of  the  holes  should  be,  theoretically,  small  enough 
to  free  the  particles  of  gold  and  auriferous  sulphides  from  the  quartz ;  practically 
this  can  rarely  be  done ;  we  simply  approach  nearer  to  the  desired  condition  the 
finer  we  crush.  Just  where  the  limit  should  be,  will  be  found  out  only  by  ex- 
periment. Thus,  at  Mill  75,  a  trial  of  a  finer  screen  (24  mesh),  slightly 
increased  the  yield  of  free  gold  and  also  slightly  reduced  the  loss  of  the  same  in 
the  tailings,  but  at  the  same  time,  the  value  of  the  concentrates  was  reduced  and 
the  loss  of  concentrates  in  the  tailines  was  increased.  As  this  netted  about  the 
same  total  loss  per  ton  in  the  tailings,  coarser  crushing  produced  the  best  results, 
all  things  considered. 
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Similarly,  Mill  69  uses  a  No.  0  punched  tin  screen  with  holes  0.026  inches 
(0.658  mm.)  in  diameter  and  21.0%  of  opening,  and  crushes  3.25  to  3.3  tons 
per  stamp  per  24  hours.  A  No.  1  tin  screen  with  holes  0.032  inches  (0.814  mm. 
in  diameter  and  26.2%  of  opening,  would  increase  the  capacity  about  1  ton  and 
would  effect  the  same  saving,  but  the  concentrates  would  be  enriched  at  the  ex- 
pense of  free  gold,  which  is  amalgamated  in  the  former  case. 

The  fineness  of  the  screen  affects  the  amount  of  attrition  of  the  gold  particles. 
A  particle  of  gold  resting  upon  the  die  is  powerfully  abraded  by  the  quartz  as 
the  stamp  falls  upon  the  latter;  the  longer  the  gold  nugget  remains  upon  the 
die  the  greater  the  abrasion.  The  abrasion  helps  extraction  to  the  extent  that 
it  brightens  the  gold  nugget,  but  the  fine  gold  particles  which  are  abraded, 
although  bright,  are  yet  so  light  as  to  be  caught  with  difficulty.  It  follows  that 
the  fine  screens  may  overdo  the  limit  of  good  work  when  the  gold  is  coarse. 

§  1 94.  Height  of  Discharge. — By  this  is  meant  the  height  of  the  top  of  the 
chuck  block  or  of  the  lower  bar  of  the  screen  frame  above  the  surface  of  the  die 
(see  Fig.  1126.)  It  will  be  seen  that  as  the  die  wears,  the  height  of  discharge 
will  increase.  For  uniformity  of  work  it  is  important  that  this  height  should  be 
kept  constant.  To  do  this,  four  methods  are  used,  (see  Table  128) :  (1)  By 
replacing  a  higher  by  a  lower  chuck  block.  (2)  By  reversing  the  screen  frame, 
to  replace  the  wide  bar  by  the  narrower.  (3)  By  removing  slats  from  the 
screens  either  outside  or  inside.     (4)  By  raising  the  die  by  false  bottoms. 

TABLE   128. — HEIGHTS   OF   DISCHARGE. 


Mill 
Mo. 


Lifted  outoi: 
Water  or  Not. 


Heiffht  of  Discharge. 


How  Rflfrulated. 


87 
B8 
84 

K 
66 
67 
58 
69 
60 
61 
6il 
68 
64 
66 
66 
67 
68 
71 
72 
78 
74 
75 
78 
77 
8S 
88 
84 
87 
88 


Inches. 

n   to5 

0 

4 
S 

n<to4 

4t.  6 

to6 
6to7 


NotreguUted. 


Oto^ 

Slo  IS  (usually  7) 
4tott>4 

7 

10 

10 

7 

7to0 

18  to  IS 

4to^ 

8to5 

9  (when  dies  are  new) 

8 


ReversiDg  screen  frame. 

Fobe  bottom  2  inches  thick. 

Remorablo  slats  o: .  outside  of  screen. 

Chuck  block  change*  ko;*  1-inch  wear  of  die. 

Chuck  block  change  .  ..or  every  inch  wear  of  die. 

Chuck  block  made  o-  I-inch  sections 

(^uck  blocks  8  an..  6  inches  high  and  reverstng 

Variable  chuck  ulock 

CShuck  block  with  ^-inch  secti<  ns. 

Variable  chu«  '*  block. 

Chuck  blocks  .  and  6  inches  high. 

Chuck  blocks  10,  8  and  6  inches  high. 

Uses  screen  frames  6.  Mi  and  194  inches  wldeu 

Chuck  blr  ;k  made  of  iK-inch  sections. 

Variable  chuck  block. 

'.'ariablc  chuck  block. 

Variable  chuck  olock. 

Variable  chuck  block. 

Reversing  screen  frame. 

No  regulation. 

Change  screen  frame  ^^  to  19^  indieB. 

Variable  chuck  block. 

Chuck  blocks  8,  8  and  1  inch  high. 

No  reguUltion. 

Variable  chuck  blocks. 


(a)  Stamps  are  lifted  out  of  water,    (b)  Stamps  are  not  lifted  out  of  water. 

Height  of  discharge  affects  both  the  quantity  crushed  and  the  quality  of  the 
crushed  pulp,  probably  more  than  any  other  one  thing.  Low  discharge  is  rapid 
and  gives  great  capacity,  with  a  corresponding  absence  of  slimes.  The  particles 
arp  iischarged  almost  as  soon  as  thoy  are  small  enough  to  pass  through  the  screen. 
High  discharge  is  slow  and  gives  much  increased  proportion  of  slimes.  It  acts, 
in  fact,  more  as  a  hydraulic  classifier  lifting  over  only  the  particles  that  wiH 
rise  in  the  current  produced  by  the  feed  water  and  the  swash  of  the  stamp. 
High  discharge  with  30-mesh  screen  has  not  infrequently  been  found  to  giv^ 
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90%  of  pulp  that  wculd  pass  through  SO-mesh  sieve.  High  discharge  may 
enable  a  coarse  screen  to  be  used  for  fine  crushing  and,  therefore,  diminishes  the 
cost  of  screens. 

If  battery  amalgamation  is  the  primary  object  sought  and  subsequent  concen- 
tration is  simply  auxiliary  to  it,  then  high  discharge  is  to  be  advocated,  that  is 
6  to  9  inches  in  California,  13  to  18  inches  in  Colorado,  and  the  difficulty  of  con- 
centrating the  fine  slimes  is  condoned.  If,  on  the  other  hand,  the  battery  is 
considered  simply  as  a  crusher,  preparing  the  ore  for  subsequent  concentration,, 
while  the  battery  amalgamated  plates  are  auxiliary,  then  low  discharge  should 
be  adopted.  Very  fine  stamping  under  these  conditions,  however,  is  hardly 
possible,  as  it  is  very  hard  to  maintain  the  fine  screen  required.  Whether  con- 
centration or  amalgamation  is  to  be  made  the  primary  object,  can  only  be  decided 
by  etndying  the  problem  of  the  ore.  The  tendency  is  toward  the  former.  Three 
examples  are  given  for  illustration: 

Mill  61  reports  that  the  losses  increase  as  the  slimes  increase.  For  this 
reason  a  discharge  low  enough  to  diminish  sliming  and  high  enough  to  favor 
battery  amalgamation,  is  used. 

In  Mill  64,  by  varying  the  height  of  discharge  and  of  the  size  of  the  holes  in 
the  sieve,  the  conditions  giving  the  maximum  yield  were  found  as  shown  in 
Table  129.     Of  these,  the  No.  6  screen  with  6  inches  height  of  discharge,  was 


TABLE   129. — CONDITIONS  TRIBD  IN   MILL  64. 


Siieor  Screen  Hole. 

5SS^ 

Vafawof 
Tailings 
per  Ton. 

Needle  No. 
6 
6 

7 
8 

Inches. 
0.089 
0.007 
O.OM 
O.Ott 

Inches. 
6 
0 
7 
8 

Gents. 
TrsoetoflO 
Trace  to» 

40 

75 

adopted,  becanee  free  gold  was  found  in  the  concentrates  when  No.  5  screen  and 
5  inches  height  of  discharge  were  nsed. 

FhillipB^  reports  that  at  the  Morro  Velho  mine,  Brazil,  on  pyritic  ore,  using 
stamping  without  amalgamation  followed  by  concentration  on  strakes  and  barrel 
amalgamation  of  the  concentrates,  they  obtained  results  as  shown  in  Table  130. 

TABLE  130. — ^EXPBBIENOE  AT  MORRO  VELHO  MINE. 


Height  of 
Disdiarge. 

Pulp 
through  120 

MlnuteT 

Loss  of 
Gold. 

Capacity  of 

Stamp  per 

Day. 

Inches. 
0 

m 

87.5 

flO 
00 

44.70 
80.06 

Tons. 
1.8 
1.8 

The  height  of  the  water  in  a  battery  is  governed  by  the  height  of  discharge 
and  is  usually  from  2  to  6  inches  above  the  top  of  the  chuck  block,  although  the 
splash  may  rise  as  high  as  16  inches  on  the  screen.  It  follows  from  this  that  the 
stamps  may  or  may  not  rise  above  the  water  at  every  stroke.  In  speaking  of  this 
the  author  will  use  the  words  splash  and  swash.  The  splash  is  the  effect  produced 
when  the  stamp  is  lifted  out  of  the  water.  Swash  is  the  effect  produced  when  it 
ie  not  The  former  causes  a  much  more  violent  cutting  action  of  sand  and  water 
upon  the  plates,  screens,  mortar  sides,  etc.,  than  the  latter.  This  is  particularly 
true  witii  a  low  discharge. 
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§  195.  Stat  Battery  and  Overflow  Battery. — ^Where  water  is  very  scarce 

and  the  height  of  the  i&suing  water  od 
the  screen  would,  therefore,  be  very 
small,  Rittinger  reports  that  a  stay  box 
is  used  outside  the  mortar,  which  ias  a 
■pestricted  discharge  through  a  small 
nipple  nj  (see  Fig.  152).  The  effect 
of  this  is  to  give  a  large  screen  area  for 
yru  sifting,   and   a  very   much    thickened 

*i^  pulp  through  the  small  nipple.     It  ha& 

the  further  advantage  that  the  screen 
does  not  clog  by  chips  of  wood  and 
there  is  less  sliming  than  in  an  ordi- 


.fj^?^|tf7?^^^ 


MILUMETERft 


luulu, 


MILUMETERft 


J 


ifen- 


100     0  600  1000 

PIG.    152. — STAY   BATTERY. 


Id0~^6  50O 

FIG.    153. — OVERPLOW 
BATTERY. 


nary  battery. 


Order  No.  1.-1,3,5^4. 
KaofBUmp.1    S    S    4    6 
Backward. 


PIG.  154, 


or  overflow  battery,  which  omits    v^^^^i  i'*t*^  \ 


This  battery  is  called  Stausatz,  or  stay  battery. 

Rittinger  also  describes  the  Schuber- 
satz 

the  screen  and  substitutes  a  narrow 
vertical  passage  gab  with  entrance 
near  the  die,  and  exit  at  the  level  of 
the  water  in  the  mortar,  thus  discharg- 
ing fine  stuff  if  wide,  and  coarse  if 
•narrow  (see  Fig.  153). 

§  196.  Order  of  Drop. — This  is  the 
most  efficient  means  of  distributing 
the  rock  evenly  upon  the  dies.  The 
blow  of  the  stamp  upon  the  die  should 
be  arranged  to  throw  ore  upon  the 
adjacent  dies  to  feed  the  next  following 
stamps.  The  wave  motion  and  the 
lengthwise  swash  must  be  evenly  bal- 
anced to  prevent  the  heaping  up  of  the 
ore  at  one  end  of  the  mortar,  leaving 
the  die  at  the  other  end  bare,  thereby 
decreasing  the  capacity. 


Backvmrd. 


PIG. 


These  AcniraB  are  intended  to  show  the  relative  positions  of  Rtamps  witii  diflferent  orders  of  drop.  Tp^ 
are  taken  from  Table  182,  which  srlves  the  estimated  time  for  an  8-inch  drop— 91  drops  per  minute,  vertical 
full  lines  represent  time  for  lifting:  dotted  lin«*8  represent  time  for  falling;  blanks  represent  rebound  ana 
repose.  The  zi^rzag  lines  are  drawn  through  the  points  where  the  different  stamps  begin  to  rise^  and  thsreDy 
illustrate  the  order  of  drop. 
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Twc  principles  for  governing  the  order  of  drop  have  been  given  by  the  authori- 
ties: (1)  Two  adjacent  stamps  should  never  fall  in  succession.  (2)  When  any 
stamp  is  striking,  its  neighbors  should  be  rising.  We  may  define  the  orders  by 
considering  that  the  observer  is  standing  behind  the  battery  and  facing  it,  then 
calling  the  stamps  1,  2,  3,  4,  5,  numbered  from  the  left  end  of  the  battery  toward 
the  right,  the  order  No.  1  is  1,  3,  6,  2,  4,  by  which  is  meant  that  No.  1  or  left 
hand  stamp  drops  first,  No.  3  or  middle  stamp  second,  No.  5,  or  right  hand 
stamp    third  and  so  on,  or,  numbered  backward,  that  is,  from  right  to  left  1, 

4,  2,  5,  3.  This  satisfies  both  the  above  principles  (see  Fig.  154.)  The  order 
No.  2,  is  1,  5,  2,  4,  3,  or,  numbered  backward  1,  4,  2,  3,  5,  and  does  not  quite 
fulfil  either  principle  (see  Fig.  155),  but  it  theoretically  follows  the  principles 
more  nearly  than  any  other  except  No.  1.  On  the  other  hand,  No.  2  seems  to 
give  a  more  symmetrical  treatment  of  the  whole  battery  than  No.  1. 

These  are  the  two  common  orders  in  the  mills  visited,  thus:  Order  No.  1, 
that  is,  1,  3,  5,  2,  4,  or,  written  backward,  1,  4,  2,  5,  3,  is  used  in  Mills  27, 
56,  57,  59,  60,  62,  63,  64,  ^^y  68,  69,  71,  72,  76,  77,  82,  83,  84,  88.  Order  No. 
2,  that  is,  1,  5,  2,  4,  3,  or  written  backward,  1,  4,  2,  3,  6,  is  used  in  Mills  58,  61, 

05,  67,  73,  74,  75.  When  other  orders  than  No.  1  or  No.  2  are  used,  they  gen- 
erally vary  the  height  of  some  stamp  or  stamps,  to  even  up  the  work  of  the  bat- 
tery.''* The  Tenth  U.  S.  Census  (1880),  Vol.  13,  adds  1,  3,  5,  4,  2,  or  backward, 
1,  2,  4,  5,  3,  as  in  common  use.  Eickard  gives  1,  3,  4,  2,  5  for  the  Fortuna  mill, 
in  which  1  and  5  drop  nearly  together,  also  2  and  4.  This  order  written  back- 
ward would  be  1,  5,  3,  2,  4.     It  appears  that  No.  1  order  is  the  favorite. 

Mill  67  found  by  actual  test  that  they  could  stamp  more  ore,  could  get  a 
better  wave  on  the  screen  and  better  prevent  banking  at  the  ends,  with  No.  2 
than  with  No.  1. 

After  extended  experiments.  Mill  73  adopted  No.  2  order  as  the  one  that  pre- 
vents banking  best.  Mill  69  was  built  with  No.  1  order  and  found  that  the  pulp 
piled  up  on  No.  5  die.  It  caused  also  an  uneven  wearing  of  the  dies,  the  No.  5 
wearing  most  rapidly,  so  that  their  positions  had  to  be  shifted  every  two  weeks. 
The  inside  plate  scoured  over  the  No.  5  die.  Recently,  ten  of  the  stamps  were 
changed  to  No.  2  order,  with  the  result  that  all  the  above  difficulties  were  over- 
come and  a  higher  capacity  obtained  per  stamp. 

Rickard^*  reports  that  at  the  Golden  Star  mill,  South  Dakota,  order  No.  2  gave 
trouble  from  banking  at  the  ends  and  was  replaced  by  order  No.  1.  He  also 
reports  that  1,  3,  5,  4,  2  scoured  the  Deadwood  Terra  plates  badly,  but  promotes 
rapid  crushing  bettter  than  any  other. 

Speed  of  drop  will  affect  the  tendency  to  heap  at  one  or  other  end  to  some 
extent,  for  the  currents  of  water  and  moving  gravel  from  one  blow,  will  have 
time  to  move  farther  with  slower  stamps  than  with  faster,  and  this  may  cause  a 
reverse  bank  or  a  balance  of  currents. 

Where  two  batteries  are  placed  upon  the  same  cam  shaft,  the  cams  are  inter- 
spaced so  that  No.  1  of  the  first  battery  is  followed  by  No.  1  of  the  second  battery 
and  so  on.  Sometimes  the  backward  or  reversed  order  is  used  on  the  second 
battery,  it  being  claimed  that  lateral  thrusts  of  the  cams  are  more  perfectly  bal- 
anced thereby. 

§  197.  Number  op  Drops  and  Height  of  Drop. — There  are  two  practices, 
known  as  the  California  and  the  Colorado  stamp  mills.  The  California  mill 
URCs  a  short  drop  and  runs  its  cam  shaft  as  fast  as  it  can  without  danger  that  the 
rising  cam  shall  strike  the  falling  tappet.  They  run  from  80  to  110  drops  per 
minute  and  5  to  9  inches  drop.  The  Colorado  mill  (chiefly  in  Gilpin  County), 
uses  a  high  drop,  which  necessitates  fewer  drops  per  minute.  They  use  16  to 
20-inch  drop  and  run  26  to  32  drops  per  minute.*' 

As  a  general  principle,  the  greater  the  number  of  drops  per  minute  of  a  given 
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stamp,  the  greater  the  quantity  of  ore  crushed,  also  the  higher  the  drop,  the 
greater  the  capacity.  These  two  principles,  however,  conflict  with  each  other. 
If  many  drops  are  sought,  the  height  of  drop  must  be  small,  else  the  falling  tappet 
will  strike  the  rising  cam.  The  California  practice  is  the  result  of  pushing  for 
many  drops;  the  Colorado,  for  high  drop. 

Limits  Due  to  Power. — D.  B.  Morison"*^*  has  by  the  use  of  an  indicator,  Fhow- 
ing  the  complete  cycle  of  velocity  of  a  stamp,  lately  made  an  investigation  which 
flirows  a  great  deal  of  light  upon  the  number  and  height  of  drops  possible,  and, 
at  the  same  time,  upon  the  diameter  of  the  inscribing  circle.  His  indicator 
consisted  of  a  drum  7  inches  in  diameter,  revolving  with  uniform  velocity.  The 
recording  pencil,  running  between  vertical  guides,  was  attached  to  a  washer  on 
the  stamp  stem,  this  washer  being  loose  and  held  in  position  by  collars  above  and 
below.  The  battery  had  900-pound  stamps  and  Sandycroft  standard  cams,  and 
was  run  a  week  to  establish  practical  conditions  before  the  tests  were  made. 

TABLE  131. — ^ANALYSIS  OP  D.  B.  MORISON^S  CURVES  OF  THE  VELOCITY  OF  STAMPS. 


Asoeiit  with  Uniform 

Ascent  with  Re- 

Time of 

HoH. 

Drops 
MJmfte. 

Drop. 

Velocity  A-B. 

tarding  Veloc.  B-C 

Uniform 
ly  Accel- 
erated 
Descent 

Time 
of  Re- 
bound 

D-E. 

Time  of 

Total 

8on*8 
FlateNo. 

Time. 

Height. 

Velocity 
per 

Time. 

Height. 

Timed 
Cycle. 

Second. 

C-D. 

Inches. 

SecondH. 

Inches. 

Inches. 

Seconds. 

Inches. 

Seconds. 

Seconds. 

SecoDda 

9 

88 

«1| 

0.28 

6.89 

27.5 

0.06 

0.6 

0.2 

0.11 

0.12 

0.715 

10 

88 

«1 

0.22 

6.2 

28.2 

0.07(a) 

0.84(a) 

0.21 

0.10 

0.086 

o.es 

n 

97 

6i 

0.212 

6.76 

81.0 

0.06 

0.48 

0.20 

0.008 

0.06 

0.«5 

12 

80 

8^ 

0.284 

7.64 

20.0 

0.06 

0.66 

0.28 

0.125 

0.05 

0.75 

18 

84 

8 

0.278 

7.8 

28.1 

0.0B7 

0.64 

0.226 

0.05;! 

0.10 

o.n 

14 

08 

8 

0.275 

8.12 

20.6 

0.048 

0.48 

0.822 

0.100 

0.00 

0.645 

(a)  These  figiires  are  so  out  of  the  harmony  with  the  others  that  they  have  been  thrown  out  in  the  compn* 
tations. 


TABLE    132. — COMPUTED    DROPS    PER    MINUTE    AND    DIAMETERS    OF    INSCRIBING 
CIRCLES  FOR  VARYING  HEIGHT  OF  DROP. 


Height  of  Drop  in  Inches , 

Time  for  ascent  with  uniform  velocity  in  seconds 
Time  for  ascent  with  retarded  velocity  in  seconds 

Total  time  for  descent  in  seconds. 

Total  time  for  rebound  and  repose  in  seconds. . 

Drops  per  minute 

Diameter  of  inscribing  circle  in  inches. 


8c 
.078 
.056 
.185 
.160 
148.5 
6.00 


4 

.110 
.065 
.168 
.150 
126.8 
7.80 


6. 

.141 
.066 
.175 
.160 
116.2 
8.46 


6. 

.172 
.065 
.li» 
.150 
105.4 
9.67 


7 

.204 
.065 
.206 
.160 
97.6 
10.58 


8 
.286 
.066 
.217 
.150 
91.8 
11.64 


10. 
2B 

065 
244 

.150 
80.8 

.4' 


9. 

.266 

.065 

.281 

.160 
86.6 
12.58  18.47  17.0a:i0.40 


14. 
.428 
.065 
.28^ 


65.5 


.519 
.055 


.150   .150 


5.1.6 


Table  131  shows  the  results  obtained  by  analyzing  and  measuring  his  six  in- 
dicator cards,  of  which  two  are  given  in  Figs.  156  and  167.  The  cycle  in  Fig. 
166,  for  example,  may  be  thus  stated :  At  A,  the  condition  of  the  stamp  is  changed 
in  an  instant  from  repose  to  full  velocity  upward.  The  ctamp  then  continues 
from  A  to  5  at  uniform  velocity.  Prom  B  to  C  its  upward  velocity  decreases 
to  zero  by  uniformly  retarded  motion.  From  C  to  D  the  stamp  falls  with  ap- 
proximately uniformly  accelerated  velocity.  At  D  it  strikes  the  blow  on  the 
quartz  and  rebounds  from  D  to  E,  and  finally,  the  stamp  is  in  repose  from  E  to 
A.  The  dotted  line  from  4  to  ^  is  the  actual  line  traced  by  the  pencil  and 
shows  irregularities  due  to  vibrations  of  the  mill.  The  straight  black  line  is 
what  it  would  have  been  if  those  vibrations  had  not  existed.  The  dot  and  dash 
line  on  the  descending  side,  is  put  in  to  compare  the  actual  path  of  the  stamp 
with  that  of  a  body  falling  in  a  vacuum.  # 

From  Table  131  we  may  conclude  that  31.9  inches  per  second  is  a  maximum 
safe  lifting  velocity,  which  is  further  borne  out  by  Table  133  of  mills;  that  0.055 
second  and  0.5  inch  are  the  time  and  height  respectively  of  retardation  corro- 
sponding  to  this  velocity  (these  are  both  averages  of  five  out  of  the  six  figures 


§  197 


GRAVITY  STAMPS. 


217 


given)  ;  that  0.150  second  is  a  suiBcient  total  time  to  allow  for  rebound  and 
repose,  in  order  that  the  rising  cam  may  not  strike  a  falling  tappet.  Using  these 
figures,  we  can  compute  the  maximum  number  of  drops  possible  for  any  given 
height  of  drop.  The  values  in  Table  132  have  been  computed  thus :  With  a  lift 
of  4  inches,  for  example,  there  will  be  0.5  inch  of  retardation  at  the  end  of  the 
lift,  leaving  3.5  inches  of  uniform  ascending  velocity.    Dividing  this  3.5  inches 
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by  31.9  inches  per  second,  we  get  0.110  second  consumed  in  lifting  the  stamp  at 
uniform  velocity.  The  time  for  retardation  is  0.055  second,  as  assumed.  The 
total  time  of  descent  is  measured  on  the  card  (see  Fig.  156)  from  F  to  H,  and 
is  0.158  second.  The  time  for  rebound  and  repose  is  0.150  second,  as  assumed. 
The  sum  of  all  these  is  0.473  second  and  is  the  total  time  of  one  cycle.     Divid- 
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ing  60  by  0.473  we  get  126.8  as  the  number  of  drops  per  minute  that  is  possible 
for  a  4-inch  drop.  The  diameter  of  the  inscribing  circle  is  obtained  by  the  fol- 
lowing proportion,  based  on  the  fact  that  the  height  of  lift  is  equal  to  the  string 
unwound  (see  Fig.  145). 

0.110+0.065:0.473=4  inches:  x 
a;=  11.47  inches  as  the  semi-circumference  of  the  inscribing  circle.     The 
2X11.47 

diameter  is =7.30  inches. 

3.1416 

The  figures  for  the  other  heights  of  drop  were  computed  in  the  same  way 
except  that  for  those  above  8  inches,  the  time  for  descent  was  obtained  by  mul- 
tiplying the  theoretical  time  of  fall  for  the  drop  in  a  vacuum  by  1.07,  an  aver- 
age factor  obtained  from  several  comparisons  on  the  diagrams  of  the  actual  and 
theoretical  curves. 

This  table  is  based  upon  31.9  inches  per  second  velocity  as  the  maximum  safe 
speed  of  lifting  a  stamp,  and  a  speed  that  should  be  maintained  to  waste  the  least 
time.  It  is  clear  from  the  figures,  that  to  maintain  this  condition,  the  diameter 
of  the  inscribing  circle  must  be  exactly  suited  to  the  height  of  drop  and  speed. 
In  doing  this,  however,  for  average  stamps  of  850  pounds  weight,  with  height  of 
drop  less  than  the  dividing  limit  of  7-inch  drop,  it  is  impossible  to  use  the  first 
part  of  the  curve,  because  the  sum  of  the  radii  of  the  cam  shaft  and  stamp  stem, 
and  of  clearance  will  be  greater  than  the  radius  of  the  inscribing  circle.  There 
are,  then,  two  courses  possible :  (a)  to  use  a  large  inscribing  circle  with  a  shortened 
cam;  (6),  to  reduce  the  sizes  and  weights  of  the  parts  so  that  the  curve  from 
the  correct  inscribing  circle  can  be  used.  Considering,  for  example,  a  4-inch 
drop,  the  second  method  allows  of  the  theoretical  123  drops  per  minute,  but  cuts 
down  the  weights  of  the  parts  to  where  the  stamp  would  probably  be  of  no  prac- 
tical use.  The  first  method  is  the  only  alternative,  but  it  is  imposssible  to  get 
the  theoretical  123  drops  per  minute  without  greatly  oversteppping  the  31.9 
inches  per  second  maximum  safe  lifting  velocity. 

§  198.  Limits  of  Speed  and  Height  of  Drop  Due  to  the  Mortab. — Besides 
the  limits  due  to  the  mechanism,  there  is  an  upper  and  lower  limit  due  to  condi- 
tions in  the  mortar.  If  the  drop  is  too  low,  the  die  may  not  be  covered  by  ore 
preparatory  to  the  next  stroke.  If  too  high,  an  unreasonable  wear  on  the  dies 
vrill  take  place,  unless  a  harmful  thickness  of  layer  is  used  on  the  die.*^ 

The  rapid  drop  has  the  indirect  effect  of  increasing  capacity  by  creating  a  more 
violent  swash  of  the  water  which  holds  the  fine  stuflf  in  suspension  and  enables 
the  water  to  carry  it  out  of  the  battery. 

Banking,  particularly  at  the  end  of  the  mortar,  may  be  prevented  upon  a 
given  die  by  increasing  the  height  of  the  corresponding  stamp,  or  the  effective- 
ness of  the  swash  to  discharge  through  the  screen  may  be  increased  by  varying 
the  drop  of  a  particular  stamp.  Thus,  at  the  Owyhee  mill  it  was  found  of  ad- 
vantage to  give  No.  3  stamp  ^  inch  more,  and  No.  2  and  No.  4  stamps  \  inch 
more  drop  than  No.  1  and  No.  5  stamps.*"  This  expedient  is  not  to  be  recom- 
mended, however,  as  it  hinders  inside  amalgamation,  and  because  the  proper  use 
of  the  usual  adjustments  will  cure  the  evil. 

§  199.  Weight  of  Stamps  and  Effectiveness  of  Blow. — Closely  connected 
with  height  of  drop  and  nimiber  of  drops  in  considering  the  efficiency  of  stamps, 
is  the  weight  of  the  stamp.  As  a  general  rule,  we  may  say  the  crushing  capacity 
of  a  single  blow  increases  almost  directly  as  the  weight  of  the  stamp  when  sp^ 
height,  etc.,  remain  unchanged. 

The  effectiveness  of  the  blow  can  be  stated  for  comparison  in  two  wajrs:  (a) 
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as  pounds  weight  of  stamp  per  square  inch  of  die,  and  (6)  as  foot  pounds  per 
square  inch,  in  which  the  element  of  height  is  included.  Table  133  gives  both 
these  values  for  the  mills  visited  by  the  author.  The  first,  which  is  obtained  by 
dividing  the  weight  of  the  stamp  by  the  area  of^  the  die  in  square  inches,  varies 
from  I5i.6  to  19.4.  Louis  recommends  from  11  to  14  to  be  used  in  designing 
stamps.  The  second  method,  which  is  by  far  the  better,  is  obtained  by  multi- 
plying the  weight  of  the  stamp  in  pounds,  w,  by  the  drop  in  inches,  h,  and  divid- 
ing the  product  by  12  times  the  area  of  the  shoe  in  square  inches,  d,  which  is 

stated  by  the  fraction .    This  value  is  equal  to where  v  is  the  velocity 

12  Xa  64.4a 

in  feet  per  second  that  the  stamp  would  acquire  if  it  fell  freely  in  a  vacuum. 
The  values  in  Table  133  were  computed  by  the  first  of  these  two  expressions  and 
vary  from  6.20  to  18.3  foot  pounds  per  square  inch.  The  stamp  never  quite 
delivers  the  energy  indicated,  because  the  velocity  falls  a  little  short  of  the 
theoretical  on  account  of  the  friction  of  the  guides  and  water.  Morison  finds, 
comparing  the  dot  and  dash  and  the  full  line  (Figs.  156  and  157),  that  the  loss 
of  energy  is  17%  with  well  lubricated  stamps,  and  estimates  that  it  may  increase 
to  25%  under  average  conditions  of  work.    Louis,^*  in  discussing  Morison's 

TABLE   133. — ^EFFICIENCY  OF   STAMP  BLOW. 
Abbreriations.— Iii.Blncheii;  Lbs. s Pounds;  No.=Number;  Sq.sSquare. 


^ 

«7 
58 
M 
55 
56 
57 
66 
50 
60 
61 
fti 
68 
64 
65 
66 
67 
66 
TO 
71 
W 
78 
74 
75 
78 
77 


Weteht 
Stamp. 


Heieht 
Drop. 


Drops 

per 
Minute. 


Diameter 

of 

Die. 


Weiglit 

Sq.lnch. 
(a) 


Average 
Foot  Lbs. 

Inch7a>) 


Siseof 
Feed. 


Siieof 
Screen  Hole. 


H<^t 
ofDis- 
charge. 


Capacity 
MHmirs. 


Lhe. 
800 

750 
800 
850 
660 
860 

1.000 
000 
750 
060 

1400 
850 
800 


860 
868 
800 
8R0 
860 
750 
800 
0M> 
818 
760 
650 
060 
000 
078 
8B0 
860 
660 


In. 
C-OH 

6 

7 
7-9 
5-6^ 
7^ 

7 

6 
5-6 
5^ 

6 
7-8« 

6 

9 
5-7 
6-9 

6 

?* 


1^18 
6-9 

IS 
6 

18 


100 
100 

95 
100 
106 

86 

80 

96 

04 

106 

100-105 

100 

96 

96 

85 
100 

94 

90 

89 

86 

90-ioe 
90-ioe 

86 
100-104 

90 

96 
100 
108 

80 

85 

50 


In. 


Lbs. 

14.96 


7.84 


Inches. 


14.96 
18.98 
18.86 
17.60 
14.15 
18.82 
15.09 
10.86 
14.98 
12.69 


9.99 
6.90 
b.68 
8.81 
8.96 
6.61 
6.90 
6.88 
7.49 
8.18 


18.86 
15.18 
14.06 
14.96 
14.98 
18.28 
15.98 
16.75 
14.40 
13.83 
18.9S 
16.89 
15.80 
18.78 
14.96 
14.96 


10.02 
7.66 
8.61 
7.49 
8.18 
6.61 
8.96 
9.48 
9.01 
7.16 
18.82 
10.84 
10.94 
0.15 
16.24 
6.94 


Inches. 

.086  8q. 

.028  Sq. 

84  mesh. 

.048  Sq. 

.068  Sq. 

.08  round. 
.081  or  .088  Sq. 

.085  round. 

40  mesh. 

.088  round. 
004  or  .080  '' 

95  mesh. 

.007  slot 

.080  round. 

.004  slot. 

.085  slot. 

.080  Sq. 


Inches. 

4 

8 

4 


.^ 


5-6 
6-7 


10 
(c)8-18 
4-9J< 


Tons. 
8 
8 

6 

1.6 

9 

,.?* 

8 

8-8 

9 

8.1 


Run  of  mine 
Runof  miDe,4H 

y 

Bun  of  mine. 
8  mesh. 


80  mesh. 
.009  slot 
.080  round. 
.080  round. 
.045  Sq. 
86  mesh. 
.017  slot. 
.080  Sq. 
.017  Sq. 
.010  Sq. 


7 

7 

10 

10 

7 

7-9 

18-15 

4-'% 

8-5 


9.4 
8.5 
8.5 
8.5 


9.2 
2 

2H 


24  or  80  mesh. 
.005  slot. 


(6)8 


(a)ATerage,14.88.    (6)  Average,  &9a    (c)  Usually  7.    (d)  Through  4  mesh  on  19  meah.    (e)  With  new  dies. 


paper,  says  that  the  loss  of  velocity  amounts  to  between  15  and  37%.  Since 
energy  varies  as  the  square  of  the  velocity,  this  corresponds  to  a  loss  of  energy 
of  from  28  to  60%. 

When  we  consider  that  of  all  the  work  put  in  to  a  stamp  only  88.73%  is 
applied  to  actual  lifting  (see  §  185),  and  that  of  this,  17%  at  least  is  not  re- 
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covered,  we  have  73.66  %  left  as  the  final  efficiency  of  the  gravity  stamp  under 
the  most  favorable  conditions. 

Bcferring  to  Table  133,  Mill  56  has  the  lowest  figure  of  6.20  foot  pounds  per 
square  inch.  This  is  a  gravel  jnill,  crushing  very  coarse  where  the  cement  can 
be  perfectly  disintegrated  without  fine  stamping  the  gravel.  On  the  other  hand. 
Mills  77  and  85  have  the  highest  figures  of  18.32  and  16.24,  respectively.  These 
are  the  only  mills  using  the  Colorado  system,  and  they  are  seeking  for  the  finest 
possible  crushing  of  the  ore.  In  the  regular  California  mills  the  figures  run 
from  6.6  to  10.2. 

Hardman  has  found  at  the  Oldham  mill,  which  treated  custom  ores,  that  the 
blow  should  be  regulated  according  to  the  individual  character  of  the  ore,  and 
since  it  is  impossible  to  change  the  weight  of  the  stamp,  the  regulation  is  made 
by  changing  the  height  of  the  drop.  Thus,  for  example,  for  a  harder  ore,  8-inch 
drop  would  be  suitable,  while  a  6-inch  drop  would  suit  a  softer  ore.  The  former 
corresponds  to  10.08,  the  latter  to  7.56  foot  pounds  per  square  inch. 

Louis  calls  attention  to  the  fact  that  the  work  required  to  lift  a  stamp  weigh- 
ing W  pounds  through  a  height  H  feet  is  WH  foot  pounds,  while  the  momentum 
of  a  falling  stamp  is  TFF=Tr|/64.4  H.  Therefore  the  work  of  lifting  varies  as 
the  height,  while  the  work  given  out  by  the  blow  varies  as  the  square  root  of  the 
height.  In  consequence,  the  "most  economical  way  of  employing  power  in  a 
stamp  mill  is  by  making  the  weight  as  great,  and  the  height  of  drop  as  small, 
as  is  consistent  with  convenience  in  practice."  It  will  be  seen  that  this  is  borne 
out  in  mill  design. 

At  the  Penn  mill  and  Iron  City  mill,*  working  on  the  same  ore  from  the  Con- 
crete mine,  17^  cords  (a  cord  is  about  9  tons),  or  167^  tons,  took  9  days  at  the 
former  with  25  slow  drop  stamps,  while  at  the  latter,  18  cords,  or  162  tons,  took 
3 1  days  with  25  fast  drop  stamps,  and  at  the  same  time  the  fast  drop  stamps 
yielded  7^  pennyweights  more  gold  per  cord  than  the  slow  drop  stamps.  The 
ore  ran  about  3  to  4  ounces  gold  per  ton.  The  ore  was  quartz,  containing  con- 
siderable iron  sulphide.  At  the  Iron  City  mill  the  ore  fed  was  from  a  grizzly 
with  Ij-inch  spaces  and  a  Blake  breaker,  set  at  2  inches.  The  speed  of  the 
stamps  was  58  to  65  drops  per  minute  and  the  height  of  drop  was  from  8  to  12 
inches,  average  about  9  inches.  Each  stamp  weighed  700  pounds.  The  hei'^ht 
of  discharge  was  8  inches.  The  screen  was  7X48  inches.  Each  stamp  used  2.2 
gallons  water  per  minute. 

The  Alaska-Treadwell  milP**  has  adopted,  after  numerous  experiments,  1,000 
pounds  weigh';  as  the  maximum  that  can  be  satisfactorily  used.  Greater  weight 
gave  increased  capacity,  but  hindered  amalgamation  by  the  rapid  rush  of  the 
pulp  over  the  plates. 

California  practice  has  adopted  800  to  900  pounds  as  the  most  satisfactory 
weights  (see  Table  133). 

At  the  Oro  Fina  mine,t  Big  Canon,  Cal.,  1,450-pcund  stamps,  dropping  6 
inches,  95  drops  per  minute,  crushed  3  tons  per  stamp  per  24  hours.  Lator 
1,130-pound  stamps,  dropping  6  inches,  107  drops  per  minute,  crushed  3  tons 
per  stamp  per  24  hours.  The  latter  stamps  were  much  easier  on  the  frame,  and 
figure  out  only  87.4%  of  the  power  of  the  former. 

The  difficulty  with  the  heavy  stamps  lies  in  the  fact  that  the  frame  must  be 
built  extremely  strong  to  resist  vibration,  and  the  expense  increases  out  of  pro- 
portion to  the  increased  duty  of  the  stamp. 

The  difficulty  with  extremely  light  stamps  is  that  they  do  little  work  unless 
given  high  drop,  and  if  given  high  drop,  the  drops  per  minute  must  be  much  re- 

*  Priyate  oommunlcatfon.  Auimste  Hathei  and  8.  V.  NeweD. 
t  Private  communioation,  P.  O.  Pdriow. 
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duced  to  prevent  the  rising  cam  from  striking  the  falling  tappet  and  hence^  the 
advantage  is  lost. 

Light  stamps  and  short  drop  are  used  in  gravel  milling  (see  Mill  56) ;  also 
Trith  soft  ores,  ior  example,  the  Dahlonega  district,  Georgia  (see  Figs.  95a  and 
956),  where  the  stamp  is  used  upon  lumps  that  are  not  disintegrated  by  hydrau- 
licking.     The  stamp  weighs  450  pounds  and  drops  9  inches,  80  times  per  minute. 


TABLE  134. — STAMP  MILL  PRACTICB  IN  SOUTH  AFRICA. 
Abbrevlatloii8.—d.= pence;  In.=inch;  Lbe.=pounclB;  ■.sRhiUings. 


Mine. 


City  A  BulMiriMUi . . . . 

Crown  Beef. 

Perreira 

Oeldenhuis  Estate . . . 
Geklenhuis  Deep.... 

Jubilee  A  Salisbury. . 
Meyer  A  Charlton . . . 
New  Frimroee 


New  Comet , 

Robinson , 

Slxnmer  A  Jacic  (new  mill). 
Simmer  A  Jack  cold  mill). . . 
Wolbuuu* 


Number 
of 

Stamps. 


Weight 
of  each 
Stamp. 


40 

ICO 

1» 

HO 
1» 
800 
B^ 
5a 
80 
160 

eo 

40 
120 
880 
100 
100 


Lbs. 

14B0 

1,000 

960 

860 

960 

1,(«0 

960 

900 

1,000 

1,068 

1,060 

1,860 

980 

1,850 

1,000 

1,060 


Number 
of  Drops 

Minute. 


95 
96 
97 
04 
97 
9C 
96 
96 
94 
95 


9C 

97 
96 

96 
95 


Hels:ht 
Drop. 


Average 
Depth  of 
Discharge 


Inches. 


7-« 


Inches. 

5 

6-7 

4 

4 


8 


Capacity 
Stami 


^1 


ours. 


Tons. 
6.48 
5.01 
4.97 
4.88 
4.76 
4.88 
8.76 
8.76 
4.84 
6.88 


4.81 
4.00 


4.49 
4.08 


Meshes 

Screen 
perLin> 
ear  In. 


95 
95 
96 
96 
86 
96 
84 
94 
88 
94 


84 
88 
84 
84 
88 


Cost  Of 

Milling 
par  Ton 


s.  d. 

4  8.60 

8  9.68 

8  8.18 

8  4.89 

8  5.08 

8  8.75 

8  4.00 

8  4.00 

8  0.74 

8  8.54 


8    1.88 
8    8.84 


8  11.06 
8    1.84 


The  height  of  discharge  is  2  inches  when  the  dies  are  new.  The  screen  has  121 
holes  per  square  inch.     The  mill  crushes  2  to  5  tons  per  stamp  in  24  hours. 

In  South  Africa,  where  the  aim  is  not  to  get  the  maximum  extraction  by  am- 
algamation but  rather  to  combine  amalgamation  with  cyaniding  and  at  the  same 
time  to  use  such  stamps  as  will  give  the  maximum  crushing  capacity,  crushing 
no  finer  than  is  necessary  for  the  cyaniding,  the  practice  in  the  recently  built 
mills  is  to  use  heavy  stamps,  weighing  from  1,100  to  1,260  pounds.  Table  134 
show^  the  weights  in  a  number  of  mills,  together  with  the  other  adjustments  and 
the  capacities. 

§200.  Amount  and  Temperature  of  the  Water. — Only  the  former  will 
be  treated  here,  the  latter  being  reserved  until  the  chapter  on  "Amalgamation,*^ 
(see  §  541.)  The  quantity  of  water  used  in  stamping  varies  with  the  amount 
that  is  available  and  also  with  the  treatment  which  is  to  follow.  'The  greater 
the  quantity  of  water,  the  more  rapid  will  be  the  stamping,  and  the  less  the 
sliming,  for  the  reason  that  the  crushed  particles  will  be  taken  out  of  the  way  as 
soon  as  they  are  crushed,  by  a  large  quantity  of  water.  This  increase,  however, 
is  not  proportional  to  the  amount  of  water  and  as  water  increases,  very  soon 
reaches  a  practical  maximum.  With  a  small  amount  of  water,  the  crushing  of 
the  next  fragments  is  seriously  hindered  by  the  fine  ore  which  has  not  yet  been 
discharged,  and  which  is  crushed  finer  in  consequence.  If  we  carry  the  idea 
still  further  in  the  direction  of  diminution  of  water,  we  reach  a  condition  where 
the  mortar  is  filled  with  mud  and  the  stamp  ceasos  to  crush  anything.  Beyond 
this  we  have  dry  crushing  used  in  dry  silver  mills.  For  this,  the  ore  must  be 
dried  preparatory  to  stamping.  The  mortars  are  double  issue  (see  Fig.  115), 
and  discharge  at  the  level  of  the  die.  The  screens  are  housed  in  to  confine  the 
dust  and  worm  conveyors,  running  in  front  and  behind  the  mortars,  collect 
the  crushed  ore  for  the  whole  mill.  The  dry  crushing  stamp  has  a  low  capacity 
with  about  double  the  cost  per  ton  compared  VQih  the  wet,  and  consequently, 
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makes  a  larger  percentage  of  fines,  as  is  well  shown  by  the  following  test  of  the 
product  of  the  Blue  Bird  mill  Butte,  Mont.  Through  20  on  30  mesh  (1.0  to 
0.6  mm.),  1.00%  ;  through  30  on  40  mesh  (0.6  to  0.42  mm.),  1.03%  ;  through  40 
on  60  mesh  (0.42  to  0.25  mm.),  4.93%;  through  60  on  120  mesh  (0.25  to  0.12 
mm.),  6.42%;  through  120  mesh  (0.12  to  0  mm.),  86.62%.  The  ore  was 
principally  silica  and  was  crushed  by  800-pound  stamps,  making  90  drops  per 
minute  of  8  inches.  Screen  used  was  20  mesh  with  0.61  mm.  holes.  Sizing 
tests  of  the  Ontario  dry  crushing  mill  have  already  been  given  in  §  193. 

The  treatment  which  is  to  follow  wet  stamping  limits  the  quantity  of  water, 
because  both  the  amalgamated  plates  and  the  concentrating  machines  work  at  a 
disadvantage  with  too  much  water. 

Table  135  gives  the  quantity  of  water  in  gallons  per  minute  per  stamp  and  in 


TABLE   135. — WATEE 

USED 

IN  STAMPING. 

MiU 
No. 

Capacity  per 

Water  Uaed 

Water  Used 

Mill 
No. 

Capacity  per 

Water  Used 

Water  Used 

Suunpper  S4 

per  Stamp  per 

per  Ton  of  Ore 

Stamp  per  84 
Hours. 

per  Stamp  per 

per  Ton  of  Ore 

Hours. 

Minute. 

Stamped,  (a) 

Minute. 

Stamped,  (a) 

Tons. 

Oallona. 

Tons. 

Tods. 

Gallons. 

Ton*. 

66 

4.0 

8.64 

8.95 

68 

1.75 

8. 

6.85 

66 

6.0 

6.09 

6.68 

71 

8.4 

8. 

7.49 

67 

1.6 

8. 

7.49 

78 

8.5 

8.85 

7.49 

68 

8. 

4.7 

14.06 

78 

8.5 

1.7 

8.98 

69 

1.6 

4. 

16.97 

74 

8.5 

1.7 

8.98 

60 

1.7 

8. 

10.67 

75 

8.76 

8. 

8.19 

61 

8. 

8.6 

7.19 

77 

1.14 

8. 

10.51 

08 

8to8 

8. 

6.99  to  8.99 

« 

8.8 

8. 

5.45 

64 

8.1 

8. 

6.80 

84 

8.6 

1.(6) 

8.40 

66 

8.5 
4.6 

1.7 
8.25 

8.98 
4.88 

66 

67 

8.5  to  8.25 

8.5  to  8.25 

6.00 

(08.88 

(08.77 

(06.08 

(a)  1  gaIlon=8.8S89  pounds;  1  gallon  per  minute=6. 00899  tons  in  84  hours.    (6)  This  does  not  include  what 
is  re-pumped  to  the  stamps.    (O  This  is  the  ayerage  of  alL 


tons  of  water  per  ton  of  ore  crushed.  The  former  is  the  usual  mode  of  express- 
ing it.  Nineteen  mills  in  Australia  and  New  Zealand  (taken  from  Riekard'*), 
when  averaged  gave  2.13  tons  of  ore  crushed  per  stamp  per  24  hours,  and  used 
5.43  gallons  of  water  per  stamp  per  minute,  or  15.87  tons  of  water  per  ton  of 
ore.  The  water  used  is  large,  due  to  the  fact  that  several  of  the  mills  use  double 
discharge.  Louis**  gives  as  general  practice,  80  to  240,  or  an  average  of  150 
cubic  feet  of  water  per  ton  of  ore.  This  corresponds  to  2.5  to  7.5  tons,  or  an 
average  of  4.69  tons  water  per  ton  of  ore. 

§  201.  Advantages  and  Disadvantages  of  Gravity  Stamps  as  compared 
with  rolls  and  grinders  may  be  expressed  as  follows: 
Advantages, 

1.  They  are  simple  in  design  and  simple  and  comparatively  economical  in 
operation,  not  requiring  skilled  mechanics. 

2.  They  not  only  crush  fine  at  one  operation,  but  they  successfully  combine 
this  crushing  with  amalgamation.  They  are  more  successful  than  any  of  their 
competitors  in  the  way  they  brighten  the  gold  for  amalgamation. 

3.  They  are  adapted  to  the  treatment  of  a  great  variety  of  ores,  and  in  many 
cases,  give  better  results  than  any  other  process. 

4.  There  is  no  great  loss  of  power  by  friction. 

5.  A  disabled  battery  may  be  hung  up  and  repaired  without  delaying  its 
associate. 

Disadvantages, 

1.  The  first  cost  is  large  and  transportation  charges  are  high. 

2.  The  strains  are  excessive,  giecessitating  heavy  frames  and  large  and  expen- 


§  201  OEA  VITT  STAMPS,  223 

give  foundations.    In  conBequence,  they  are  cumbersome  and  require  a  great 
deal  of  space. 

3.  They  are  not  a  positive  machine^  that  is^  the  power  consumed  is  a  constant, 
whether  the  rock  is  broken  or  not. 

4.  There  is  danger  of  over-stamping  and  sliming. 

5.  They  are  not  well  adapted  to  dry  crushing,  because  of  their  small  capacity 
when  so  used. 

These  disadvantages  are  not  so  important  as  they  at  first  appear.  The  exces- 
sive first  cost  and  cost  of  transportation  appear  much  smaller  when  based  on 
the  total  amount  of  ore  crushed.  Sliming  the  ore  may  be  avoided  to  a  great 
extent  by  making  suitable  adjustments.  In  some  cases  it  may  happen  that 
sliming  is  an  advantage. 

In  spite  of  the  frequent  attempts  to  replace  stamps  by  other  machines,  the 
advantages  of  the  former  so  greatly  exceed  their  disadvantages  that  their  con- 
tinued use  for  gold  extraction  is  quite  certain,  especially  for  hard  and  free-mill- 
ing ores;  though  for  some  ores  other  processes  are  more  suitable. 

BiBLIOOBAPHT  FOB  GRAVITY   STAMPS. 
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574. 

15.  Kirschner,  L.,   (1898),  "Erzaufbereitung,"  Part  I.,  p.  73. 
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20.  Phillips,  J.  A.,   (1887),  "Metallurgy,"  pp.  701,  773. 
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39.  Ibid.,  Vol.  XIII.,  (1884),  p.  114.    C.  A.  Stetefeldt.    Stamps  are  compared  to  Krom'i 

rolls  with  respect  to  original  cost  and  running  cost. 
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Valley,  Cal.,  with  figures  on  costo,  wear,  losses  and  extraction, 

49.  Ibid.,  Vol.  XXVIII.,   (1898),  p.  355.     H.  Louis.     Discussion  of  efficiency  of  gravity 

stomp,  as  shown  by  Morison's  experimento  published  in  N.  E.  Coast  Inst.  Eng.  i 
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62.  Ibid.,  Series  VII.,  Vol.  VI.,    (1874),  p.  8.     P.  L.  Burthft.     Detoiled  description  of 
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60.  Berg.  u.  HUtt.  Zeit.,  Vol.  XXIX.,    (1870),  pp.  233  et  seq.    A.  Reichenecker.    De- 
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61.  Ihid.,  Vol.  XXXI.,    (1872),  pp.  373,  445.     E.  Heberli.     Detailed  description  of  the 

stamps  in  the  ore  dressing  works  at  Falun  in  Sweden. 

62.  Ibid.,  Vol.  XXXII.,    (1873),  p.  21.     Meinicke.     Detailed  description  of  iron  stamps 
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66.  Ibid.,  Vol.  XLVIII.,   (1889),  p.  167.     No  author.     Same  as  Zcii.  B.  H.  u.  8.,  Vol. 

XXXVI.,  p.  245. 

67.  Ibid.,  Vol.  L.,    (1891),  p.   406.     T.   Rauft.     Description   of   a   screw   tappet  and  a 

hollow  guide  filled  with  tallow  used  at  the  Mount  Bischof  tin  mines  in  Tasmania. 

68.  Ibid.,  Vol.  LIII.,    (1894),  p.   253.     R.  Helmhacker.     Description   of  stamp   running 

on  fiosh  system,  that  is,  discharging  over  an  inclined  plane  with  no  screen.  Also 
a  description  and  dimensions  of  the  parts  of  a  California  stamp  with  figures  on 
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69.  Ibid.,  Vol.   LVI.,    (1897),   p.   346.     B.   Knochenhauer.     Figures   on   the   dimensions 

and  adjustments  of  California  stamps  with  capacity. 

70.  Bull.  Soc.  Ind.  Min.,  Series  II.,  Vol.  I,,  (1872),  p.  97.     O.  Clerc.     History  of  stemps 

and  the  practice  at  that  time  in  various  sections  of  Europe. 

71.  Ibid.,  Series  II.,  Vol.  IX.,   (1880),  p.  683.     M.  F.  Coignet.     A  very  complete  article 
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effects  of  the  various  adjustments  on  capacity,  etc.  Table  of  details  from  sev- 
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72.  Cal.  Bull.,  No.  6,  (1895),  E.  B.  Preston.     General  article  on  stamping. 
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74.  Ibid.,  Vol.  VIII.,  (1888),  p.  696.     J.  H.  Hammond.     Description  of  parts  and  notes 

on  adjustments  of  stamps.     Specifications  for  a  40-stamp  mill. 

75.  Can.  Min.  Rev.,  Vol.  XIV.,  (1895),  p.  84.     Same  as  A.  I.  M.  £?.,  Vol.  XXIII.,  p.  545. 

76.  Ibid.,  p.  182.     W.  S.  Morse.     Same  as  A.  I.  M.  £?.,  Vol.  XXV.,  p.  130. 

77.  Ibid.y  Vol.  XV.,  (1896),  p.  60.     F.  Hille.     Short  discussion  on  the  weight  and  height 

of  drop  of  stAmps. 

78.  Ibid.,  p.  255.     J.  B.  Hobson.     Cost  of  milling  in  cement  gravel  mills. 

79.  Ibid.,  Vol.  XVI.,   (1897),  p.   160.     J.  E.  Hardman.     Several  notes  on  the  construc- 
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80.  Ibid.,  p.    165.     H.   W.   DeCourteney.     Discussion   of   properties   of   different   metals 

and  their  applicability  for  the  various  parts  of  a  stamp. 

81.  Coll.  Eng.,  Vol.  XVI.,    (1895-6),  p.   136.     No  author.     Description  of  the  Blanton 

cum. 

82.  Ibid.,  Vol.  XVII.,   (1896-7),  pp.  156,  203.     H.  Van  F.  Furman.     General  article  on 
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83.  Ibid.,  p.  219.     No  author.     Advantages  of  soap  as  a  lubricant  for  stamp  stems. 

84.  Ibid.,  p.  366.     Abstract  from  A.  I.  M.  E.,  Vol.  XXV.,  p.  906. 

85.  Coll.  Guard.,   (1873),  p.  345. 

86.  Ibid.,  Vol.  LXXIV.,   (1897),  p.  890.    H.  A.  Gordon.     An  outline  of  the  development 

of  Uie  modem  stamp. 
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of  the  stamp  mill,  together  with  discussion  of  the  best  method  of  running  and 
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88.  Ibid.,  Vol.  XLIII.,    (1887),  p.   128.     No  author.     Short  description  of  a  ten-stamp 
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99.  Ibid.,  Vol.   XLVII.,    (1889),  p.   226.     No  author.     Outline  of   stamp  mill   of  West 
Argentine  Gold  Co.,  having  an  iron  frame  battery. 

90.  Ibid.,  Vol.  LVI.,    (1893).     No  author.     Outline  and  capacity  of  mill  of  Orion   Co. 
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92.  Ibid.,  Vol.  XV.,  (1898),  p.  401.     H.  H.  Webb  and  Pope  Yeatman.     Details  of  stamp 

mills  in  South  Africa  with  adjustments,  capacity,  etc. 
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hf  a  revolving  cam  in  the  form  of  a  cylindrical  surface  cut  bo  as  to  give  a  slow 
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04.  Ihid,,  Vol.  XV.,  (1873),  pp.  193,  226.     No  author.    Description  of  various  forms  of 
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05.  Ibid.,  p.  241.    Wm.  Main,  Jr.    Theoretical  discussion  of  the  effect  of  velocity  upon 
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Vol.  IX.,  p.  84. 
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103.  Ibid.,  Vol.  XXXVL,   (1883),  p.  182.    No  author.    DeUils  of  sUmps  in  Australia 
ffiving  capacity,  power,  costs,  losses,  etc.,  in  various  districts. 

104.  Ibtd.,   p.    213.    No    author.    Describes    Hallidie's    corrugated    battery    screens    for 
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105.  Ibid.,  Vol.  XXXIX.,   (1885),  {».  294.    G.  A.  Stetefeldt    Figures  on  capacities  and 
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106.  Ibid.,  Vol.  XLIIL,  (1887),  p.  115.    No  author.    Description  of  iron  frame  battery. 
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109.  Ibid.,  Vol.  LIV.,  (1892),  pp.  81,  107.    Description  of  Bally  balanced  cam  which  has 
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110.  Ibid.,  pp.  198,  222,  245.     T.  A.  Rickard.     History  and  details  of  construction  and 

running  of  stamp  mills  in  Gilpin  Gounty,  Golo.,  with  capacity,  extraction,  losses, 
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111.  Ibid.,  pp.  534,  558.    T.  A.  Rickard.    Full  details  of  stamp  mills  at  Thames  in  New 

Zealand  with  comments  on  the  process  used. 

112.  Ibid.,  p.  629.    H.  Louis.     Abstract  of  A.  I.  M.  E.,  Vol.  XX.,  p.  324. 

113.  Ibid.,  p.  632.    T.  A.  Rickard.    Discussion  of  present  condition  of  stamp  mill. 

114.  Ibid.,  Vol.  LV.,   (1893),  pp.  78,  101.     T.  A.  Rickard.     Full  details  of  stamp  mills 

at  Glunes,  Victoria,  with  comments  on  process. 

115.  Ibid.,  pp.  222,  247.    T.  A.  Rickard.    Full  details  of  stamp  mills  at  Otago,  New  Zea- 

land, with  comments. 

116.  Ibid.,  pp.  389,  416.    T.  A.  Rickard.    Full  details  of  stamp  mills  at  Ballarat»  Vic- 

toria, with  comparisons  and  comments. 

117.  Ibid.,  pp.  534,  560.    T.  A.  Rickard.     Full  details  of  stamp  mills  at  the  Ovens,  Vic- 

toria, with  comments. 

118.  Ibid.,  Vol.  LVI.,    (1893),  p.  51.    T.  A.  Rickard.    Discussion  of  the  end  discharge 

mortar  and  screens  of  the  Harrietville  mill. 

119.  Ibid.,  p.  317.    T.  A.  Rickard.    Table  of  shoes  and  dies  used  in  different  distriote 

giving  materials,  weights,  costs  and  life.     Discussion  of  the  same  and  of  the  best 
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120.  Ibid.,  pp.  639,  663.    T.  A.  Rickard.    Full  details  of  stamp  mills  in  Amador  Gounty, 

Gal.,  with  comments. 

121.  Ibid.,  Vol.  LVIL,    (1894),  pp.   101,   128.    T.  A.  Rickard.    Table  giving  deUils  of 

stamps,  screens,  capacity,  water  used,  resulto  obUined,  etc.,  in  six  districto  in 
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122.  Ibid.,  pp.  174,  198.    T.  A.  Rickard.    Full  deUils  of  stamp  mills  at  Bendigo,  Aus- 

tralia, with  commenU. 

123.  Ibid.,  p.  227.    No  author.    Description  of  Blanton  cam. 

124.  Ibid.,  pp.  460,  486,  511.    T.  A.  Rickard.    Full  deUils  of  sUmp  mills  at  Grass  Valley, 

Gal.,  with  commenU. 

125.  Ibid.,  p.  535.    E.  E.  Olcott.    Same  as  A.  I.  M.  E.,  Vol.  XXIII.,  p.  549. 

126.  Ibid.,  p.  604.    T.  H.  Leggett.    Gomparative  tesU  of  plaU  and  wire  screens  with 

respect  to  slimes  produced  and  clogging. 

127.  Ibid.,  Vol.  LVIIL,   (1894),  p.  33.    No  author.    Description  of  Hendrie  and  Bolt- 

hoff's  improved  morUr. 
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128.  Ihid,,  p.  489.    F.  M.  Drake.    Details  of  the  Wentworth  Gold  Fields  Proprietary  Co. 

stamps  at  New  South  Wales^  Australia.  Capacity.  Wear.  Mercury  used  and 
results  obtained. 

129.  Ilnd.,  p.  505.     No  author.    Comments  on  the  Newton  mortar  and  on  the  Colorado 
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131.  md.,  Vol.  LIX.,    (1895),  p.  243.    T.  A.  Rickard.    Discussion  of  the  difference  in 
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133.  Ibid.,  Vol.  LX.,    (1895),  pp.  221,  247.    T.  A.  Rickard.    Full  details  of  the  stamp 

mills  in  the  Black  Hills  district,  with  comments. 

134.  Ibid.,  pp.   371,  397.    T.  A.  Rickard.    Discussion  of   the  adaptation  of  stamps  to 

different  purposes. 

135.  Ibid.,  p.  415.     £.  B.  Wilson.    Discussion  of  the  adaptation  of  stamps  for  erushing 

preparatory  to  different  processes. 

136.  Ibid.,  Vol.  LXI.,  (1896),  p.  541.    No  author.    Description  of  a  stamp  battery  frame 

built  up  of  wood  and  iron  for  mule-back  transportation. 

137.  Ibid.,  p.  615.    R.  G.   Brown.    Details  of  stamps   with  wear   and  adjustments   at 

Bodie,  Cal. 

138.  Ibid.,  Vol.  LXII.,  (1896),  p.  242.     Editor.    Condemnation  of  the  tise  of  gauffe  num- 

bers for  wire  instead  of  ffiving  the  exact  size  in  millimeters  or  inches,    iuso  con- 
demns the  givinff  of  meshes  instead  of  the  exact  size  of  the  hole. 

139.  Ibid.,  p.  319.     B.  McDonald.    Details  of  stamps  at  Gibbonsville,  Idaho.    Costs  of 

milling.    Results  obtained. 

140.  Ibid.,  p.  410.    Editor.    Advocating  the  designation  of  the  sizes  of  wire  in  inches 

or  millimeters^  as  the  American  Steel  Manufacturers'  Association  has  done. 

141.  Ibid.,  Vol.  LXVI.,   (1898),  p.  217.    F.  F.  Sharpless.    Recommends  making  the  ends 

of  tappet  keys  of  steel. 

142.  Oenie  Civil,  Vol.  XXIll.,    (1893),  pp.  189,  201.    P.  F.  Chalon.    Short  description 

of  stamps  and  discussion  of  their  application. 

143.  Ibid.,  Vol.  XXV.,  (1894),  p.  164.    P.  Ferrand.    Figures  on  capacity,  wear  and  cost, 

showing  advantages  of  California  stamps  over  Brazilian  at  Ouro  Preto,  Brazil. 

144.  Inai.  Civ.  Eng.,  V^.  CVIII.,    (1892),  p.  97.    A.  H.  Curtis.     Short  description  of 

gravity  stamps,  giving  the  effect  of  the  various  adjustments  on  capacity.  List 
of  advantages  and  disadvantages.  Description  of  Harvey's  stamp  with  second 
set  of  cams  for  accelerating  the  fall,  of  Hope's  compound  battery  with  two  rows 
of  stamps  in  one  mortar,  and  of  Huntington  oscillating  stamp,  in  which  a  heavy 
piece  like  an  inverted  U  is  made  to  strike  first  on  one  prong  and  then  on  the 
other.     Different  members  discuss  quality  of  crushing,  etc. 

145.  Ibid.,  Vol.  CXIV.,    (1892),  p.   136.    M.  B.  Jamieson  and  J.  Howell.    Weight  and 

drop  of  stamps  at  Broken  Hill,  New  South  Wales. 

146.  Inm,  Vol.  II.,   (1873),  p.  552.    No  author.     Description  of  Walker's  stamp,  which 

has  double  cam,  lifting  on  both  sides  at  once. 
W.Ibid.,  Vol.   XXXVI.,    (1890),  p.   445.    No  author.    Description   of   Harvey's   hiffh 
speed  stamp,  which  has  a  set  of  secondary  cams  to  accelerate  the  fall  of  the 
stamps. 

148.  Kamiener  Zeit.,  Vol.  X.,  p.  219. 

149.  Min.  Ind.,  Vol.  III.,  (1894),  p.  309.    L.  Janin,  Jr.    The  various  parts  and  adjust- 

ments of  a  battery  are  considered  in  full  detail.  Various  directions  for  running 
the  mill  are  given. 
150. /Md.,  Vol.  rv.,  (1895),  p.  319.  T.  A.  Rickard.  Discussion  of  stamp  milling  in 
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151.  if  in.  Jour.,  Vol.  XLI.,  (1871)»  p.  706.    No  author.    Advocating  an  air  exhaust  in 

dry  stamping. 

152.  Ibid.,  Vol.  XLII.,   (1872),  p.  159.    No  author.    Describes  a  mortar  with  discharge 
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153.  Ibid.,  p.  662.     Instead  of  a  fine  screen,  a  coarse  screen  is  recommended  with  a  fine 
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154.  Ibid.,  p.  687.    Describes  a  new  stamp. 
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156.  Ibia.,  Vol.  XLIII.,   (1873),  p.  1060.    No  author.    Description  of  method  to  preTent 

sliminff  by  washing  the  fine  ore  off  the  die. 

157.  IhidJ,  Vol.  XLIV.,   (1874),  p.   1049.    J.  T.  Rodda.    Description  of  a  new  form  of 

stamp. 
168.  Jftn.  8oo.  N.  Bootia,  Vol.  I.,  Part  2,   (1892),  p.  34.    J.  E.  Hardman.     Description 

of  Oldham  and  Waverly  mills,  giving  frame,  mortar  block,  mortar,  details  of 

stamps,  capacity  and  costs. 
150.  Omitted. 

160.  Min,  d  8ci.  Press,  Vol.  XLIV.,    (1882),  June  24.    M.  Atwood.    Result  of  micro- 

scopic examination  of  pulp. 

161.  Ibid.,  Vol.  XLIX.,    (1884),  October  4.    Description  of  an  improved  battery  screen 

which  is  made  double. 

162.  Ibid,,  Vol.   LIT.,    (1886),   p.    157.     No   author.    A   few   remarks   on   the   height  of 

drop,  the  height  of  discnarge,  the  weights  and  proportions  of  stamps. 

163.  Ibid.,  p.   238.     No  author.     Results  of   tests  on   light  and  heavy  stamps  and  on 

single  and  double  discharge. 

164.  Ibid.,   p.   421.     No   author.     Weight   and  height  of   drop   of   stamps   and   sizes  of 

screens  in  mills  crushing  cement  gravel. 

165.  Ibid.,   Vol.    LIU.,    (1886),   p.    181.     No   author.    Costs   of   milling   by   stamps  at 

several  mines  is  compared  with  the  cost  by  Huntington  mill. 

166.  Ibid.,  Vol.  LV.,  (1888),  p.  18.     W.  C.  Stiles.    An  article  in  which  the  disadvantages 

of  stamps  are  set  forth,  which  the  author  claims  to  be  overcome  by  the  Stiles 
pulverizer. 

167.  Ibia.,   p.   246.     No  author.    Discussion   of   the  amount   of   attrition   produced  by 

stamps. 

168.  Ibid.,  p.  325.    No  author.    Application  of  stamps  to  soft  ores  compared  to  that  of 

roller  mills. 

169.  Ibid.,  p.  425.     No  author.    Figures  showing  loss  of  time  in  running  stamps. 

170.  Ibid.,  Vol.  LIX.^   (1889),  p.  89.       W.  A.  Newcum.    Details  of  stamps  and  dimen- 

sions of  frames  in  the  Amador  mill. 

171.  Ibid.,  p.  128.     No  author.    Details  of  stamps,  wear,  cost,  and  results  obtained  at 

Smyth  mine  in  Angels,  Cal. 

172.  Ibid.,  Vol.   LX.,    (1890),  p.    169.     H.   O.   Hofman.     Description  of   Homestake  and 

Caledonia  mortars  taken  from  A,  I,  M.  E.,  Vol.  XVII.,  p.  498. 

173.  Ibid.,  Vol.  LXI.,   (1890),  p.  158.     No  author.     A  device  for  hanging  up  stamps. 

174.  Ibid.,  Vol.  LXII.,   (1891),  pp.  226,  274,  354.     A.  B.  Paul  and  others.     Discussion  of 

loss  of  gold  by  action  of  stamps.     Results  of  tests. 

175.  Ibid.,   Vol.    LXVL,    (1893),   p.    84.    No   author.    Description   of   Bally   cam.    See 

E.  d  M.  J.,  Vol.  LIV.,  pp.  81,  107. 

176.  Ibid.,  p.  386.    No  author.    Details  of  stamps  in   Standard  Consolidated  mine  of 

Bodie,  Cal.,  with  capacity,  cost,  and  results  obtained. 

177.  Ibid.,  Vol.  LXVIL,    (1893),  p.  83.     No  author.     Weight,  and  height  of  drop,  size 

of  screen,  capacity,  and  cost  in  a  mill  stamping  cement  gravel. 

178.  Ibid.,  p.    133.     J.   Thomas.     Details   of   California   stamps    used   in   Cornwall,  and 

their  advantages  over  Cornish  stamps  in  capacity  and  coal  consumed. 

179.  Ibid.,  p.   193.     No  author.     Description  of  ball-bearing  guides. 

180.  Ibid.,  pp.  214,  229.     T.  A.  Rickard.     Same  as  A.  /.  M.  E.,  Vol.  XXIII.,  p.  137. 

181.  Ibid.,  p.  262.    C.  P.  Stanford.     Story  of  the  first  California  rotating  stamp  mill 

with  outline  of  later  improvements. 

182.  Ibid.,  p.  405.    No  author.    Note  of  an  old  Grass  Valley  mill,  the  second  constructed 

in  California. 

183.  Ibid.,  Vol.  LXVIII.,  (1894),  p.  133.     Same  as  A.  /.  M.  E.,  Vol.  XXIII.,  p.  545. 

184.  Ibid.,  p.  145. '  No  author.    Description  of  iron  frame  battery  made  by  Union  Iron 

Works. 

185.  Ibid.,  p.  200.    "No  author.    Comparative  results  obtained  from  California  and  Col- 

oraoo  systems  of  milling. 

186.  Ibid.,  p.  260.    A.  B.  Paul.     Discussion  of  California  and  Colorado  systems,  includ- 

ing weights  of  stamps  and  losses. 

187.  Ibid.,  pp.  278,  294,  309.     Same  as  A.  /.  M.  E.,  Vol.  XXIII,  p.  546. 

188.  Ibid.,  p.  325.     No  author.    Description  of  Blanton  cam. 

189.  Ibid.,  Vol.  LXIX.,   (1894),  p.  215.     No  author.     Description  of  mortar  made  by  E. 

P.  Allis  Co.  for  the  Morning  mill.     Single  discharge  with  front  and  back  plates. 

190.  Ibid.,  p.  241.     No  author.     Details  of  stamps  in  Eureka  Hill  mill. 

191.  Ibid.,  Vol.  LXX.,    (1895),  p.  376.     F.  S.  Pheby.    Discussion  of  various  forms  of 

batterv  frames. 

192.  Ibid.,  Vol.  LXXI.,  (1895),  pp.  320  ei  seq.    E.  B.  Preston.    Same  as  Cal.  Bull,  Vo.  6 

193.  Ibid.,  p.  357.    No  author.    Table  showing  variation  of  sizes  of  needle  gauge  for 

screen  holes,  as  given  by  different  authorities. 
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194.  Ibid.,  Vol.  LXXII.,  (1896),  p.  186.    No  author.    Description  of  Reliance  self-tighten- 

ing cam,  which  is  very  similar  to  the  Blanton  cam. 

195.  Ibid.,  Vol.  LXXIII.,  (1896),  p.  378.    C.  C.  Longridge.    Discussion  of  probable  future 

development  of  stamps. 
19^  Ibid,,  p.  443.    No  author.    Description  of  the  triple  discharge  two-stamp  mill  made 
by  Joshua  Hendy  Machine  Works. 

197.  Ibid.,  Vol.  LXXIV,    (1897),  p.   5.    J.  W.   Abbott.     Discussion  of  best  practice   in 

running  a  stamp  mill  in  regard  to  height  of  drop,  height  of  discharge,  material 
of  shoes  and  dies,  etc. 

198.  Ibid.,  p.   49.     Wascott.     Comparative  capacity  of  slow  and  rapid   drop   stamps   in 

Gilpin  County,  Colo.,  and  remarks  on  the  tendency  toward  the  latter. 

199.  Ibid.,  p.    153.     Newell   &   Newell.     Advantages  of   fast   over   slow   drop  stantps   in 

capacity  and  anuilgamation  at  the  Penn  mill,  Gilpin  County,  Colo. 
i200.  Ibid.,  p.  305.     K  A.  Parker.     Description  of  a  false  shoe  which  may  be  put  in  to 
restore  the  weight  of  the  stamp  as  the  true  shoe  wears.     It  has  a  shank  above 
to  fit  into  the  boss  and  a  socket  below  for  the  shank  of  the  true  shoe. 

201.  Ibid.,  Vol.  LXXV.,  (1897),  p.  45.     No  author.     Illustration  and  advantages  of  differ- 

ent forms  of  battery  frames. 

202.  Ibid.,  p.  505.     No  author.    Description  and  dimensions  of  a  concrete  mortar  block 

at  Oroville,  Cal. 

203.  Ibid.,  Vol.   LXXVII.,    (1898),  p.  160.    No  author.    Description  of  the  Globe  iron 

guide  for  stamp  stems. 

204.  N.  E.  Coast  Inst.  Eng.  d  Shipbuilders,  Vol.  XIII.,  April  30,  1897.     D.  B.  Morison. 

Description  of  stamp  battery.  Discussion  of  indicator  cards  taken  to  show  veloci- 
ties of  stamp, 

205.  Vorth  Eng.  Inst.  Min.  d  Mech.  Eng.,  Vol.  XLIII.,   (1893-4),  p.  3.     A.  G.  Charleton. 

Details  of  stamps  in  various  parts  of  the  world. 

206.  Oest.  Zeit.,  Vol.  XXII.,   (1874),  p.  385.    J.  Habermann.    Details,  capacity,  etc.,  of 

stamps  at  Przibram. 

207.  Ibid.,  Vol.  XXVIII.,   (1880),  pp.  325,  335.    J.  Habermann.    Results  of  comparative 

tests  at  Przibram  on  iron  and  wooden  stamps. 

208.  Ibid.,  Vol.  XXXVI.,  (1888),  p.  168.     L.  Buchal.    A  few  details  of  stamps  at  Przibram 

and  sizing  tests  of  pulp. 

209.  Ibid.,  p.  229.    K.  von  Reytt.    Result  of  experiments  made  to  determine  the  efficiency 

of  stamps  expressed  in  terms  of  increase  of  surface  of  product. 

210.  Ibid.,  p.  456.    C.  Barth.     A  few  figures  comparing  stamps  and  rolls. 

211.  Ibid.,  p.  507.    L.  Buchal.    Description  of  rope  driver  for  stamps  at  Przibram  and 

advantages  over  belt  drivers. 

212.  Ibid.,  Vol.  XXXVII.,  (1889),  pp.  553,  569,  578.    Translation  of  article  by  John  H. 

Hammond  in  Cal.  Rep.,  Vol.  VIII.,  p.  696. 

213.  Ibid.,  Vol.  XXXIX.,   (1891),  p.  519.     A.  Haussner.    Mathematical  discussion  of  the 

form  of  curves  for  cams  used  for  lifting. 

214.  Ibid.,  Vol.  XLII.,   (1894),  p.  485.    J.  von  Hauer.    Description  of  the  Blanton  cam. 

215.  Prod.  Gold  and  Silver  in.  U.  S.,   (1880),  p.  350.     W.  A.  Skidmore.     Description  of 

Huntington's  oscillating  stamp  mill. 

216.  Ibid.,  p.  367.    J.  Richards.     Discussion  of  advantages  of  stamps  over  rolls  and  dis- 

int^ators.    Wet  versus  dry  stamping. 

217.  Ibid.,    (1881),  p.  563.    C.  6.  Yale.     Description  of  Huntington   oscillating  stamp 

milL 

218.  Ibid.,  p.  592.    J.  Richards.    Stamps  are  compared  with  other  crushers. 

219.  Ibid.,  (1882),  p.  709.     (From  Min.  Jour.)     Description  of  stamps  invented  by  C.  J. 

Appleby. 

220.  Ibid.,  p.  737.     (From  Min.  d  Sd.  Press.)     Figures  on  the  amount  of  water  used  in 

battery. 

221.  Ibid.,  (1883),  p.  738.     C.  A.  Stetefeldt.     Similar  to  A.  I.  M.  E.,  Vol.  XIII.,  p.  114. 

222.  Raymand's  Rep.,  (1870),  p.  657.     W.  P.  Blake.     Detailed  description  of  the  ]  arts  of 

a  stamp  battery  and  of  the  battery  as  a  whole.  Howland's  stamp  battery  ( see  E, 
d  M.  J.,  Vol.  IX.,  p.  17).  Details  of  several  stamp  mills  in  California.  Australia 
and  Brazil.    Description  of  German  overflow  battery  and  Rittinger  stay  Lattery. 

223.  fbid.,  (1871),  p.  339.     A.  Reichenecker.     Same  as  B.  d  H.  Z.,  Vol.  XXIX.,  p.  233. 

224.  Ibid.,  p.  380.     R.  W.  Raymond.     Same  as  A.  I.  M.  E.,  Vol.  I.,  p.  40. 

225.  Ibid.,  (1872),  p.  32.    R.  W.  Raymond.    Description  of  Crocker's  stamps  which  act 

like  a  triphammer. 

226.  Ibid^  (1873),  p.  319.    G.  F.  Deetken.     Detailed  description  of  the  various  parts  of 

a  stamp  battery  with  the  method  of  operating  and  costs. 

227.  Ibid.,  p.  345.    W.  Main,  Jr.    Discussion  of  the  influence  of  the  velocity  of  impact 

OB  the  effective  duty  of  stamps. 
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228.  Ibid,,  p.  475.    R.  W.  Raymond.     Description  of  mortara  used  in  1871. 

229.  Ibid.,  (1874),  p.  408.     J.  M.  Adams.     Same  as  A.  I.  M.  E.,  Vol.  II.,  p.  159. 

230.  Ibid.,   (1876),  p.  419.     8.  R.  Krom.     (Jomparison  of  stamps  and  rolls  with  respect 

to  the  slimes  produced  and  the  wear  and  tear. 

231.  Rev.  de*  Mines,  Vol.  XXI.,  (1893),  p.  287.     L.  Demaret.     Detailed  description  of  old 

Cornish  stamps  and  modern  revolving  stamps  used  in  Ck>rnwall.  Description  of 
flosh  system  of  discharge  and  of  high  speed  stamps,  using  secondary  cam  to  accel- 
erate the  fall. 

232.  Boh.  Mines  Quart.,  Vol.  V.,   (1883-84),  p.  359.     F.  D.  Browning.     A  few  details  of 

stamps,  wear,  and  cost  at  the  Providence  mill,  Nevada  City,  Cal. 

233.  Tenth  tf.  8.  Census,  Vol.  XIII.,    (1880),  p.  247.    (]kneral  article  giving  deUils  of 

stamps  throughout  the  United  States. 

234.  Zeit.  Berg.  HUtt.  u.  SaHnenwesen,  Vol.  XXV.,  (1877),  p.  242.    No  author.    Besults 

of  experiments  at  Clausthal  on  stems  of  cast  iron,  wrought  iron,  cast  steel,  and 
Bessemer  steel.     Also  the  effect  of  weight  of  stamps  on  capacity. 

235.  Ibid.,  Vol.  XXVI.,    (1878),  p.  57.     Koch.     DeUiled  description  of  sUmps  used  in 

Comstock  mills. 

236.  Ibid.,  p.  139.     £.  Althans.    General  description  of  German  and  California  stamps, 

with  special  reference  to  designs  of  cam  curves.  Figures  are  given  on  capacity, 
water  and  wear. 

237.  Ibid.,  Vol.  XXVIII.,    (1880),  p.  210.     C.  Mosler.    Short  description  of  sUmps  in 

(^incy  mill. 

238.  Ibid.,  Vol.  XXIX.,  (1881),  p.  270.    No  author.    Advantage  of  round  over  four-sided 

stamps. 

239.  Ibid.,  Vol.  XXXVI.,  (1888),  p.  245.    No  author.    A  few  deUils  of  a  stamp  mill  at 

Tamowits. 


CHAPTER  VL 

PULVERIZERS  OTHER  THAN  GRAVITY  STAMPS. 

§  202.  Intboductory. — In  treating  this  subject,  the  author  has  described 
in  the  main,  machines  that  are  received  as  standard,  but  he  has  also  added  some 
of  those  that  are  not  so  received.  The  former  are  given  to  show  present  practice, 
the  latter  as  information  to  inventors  and  others  desiring  to  know  what  such 
and  such  a  machine  is  like.  The  line  is  drawn  in  nearly  every  case  at  machines 
which  have  been  adopted  for  a  longer  or  shorter  time  in  some  mill.  The  Patent 
Office  records  contain  descriptions  of  many  other  machines  not  included  in  this 
chapter. 

§  203.  Purpose. — ^There  are  two  chief  purposes  for  which  these  machines  have 
been  designed:  (a),  to  replace  gravity  stamps  for  crushing  gold  ores  or  jig  mid- 
dlings and  {b)y  for  grinding  soft  substances,  as  phosphates,  cement,  gypsum, 
talc,  etc. 

In  comparing  the  different  fine  pulverizers  there  are  several  qualities  that 
need  to  be  considered;  they  are:  Capacity,  cost  of  crushing,  the  brightening  of 
gold  preparatory  to  amalgamation,  ability  to  act  as  an  amalgamator  and  tend- 
ency to  form  slimes.  The  gravity  stamps  appear  to  stand  at  the  head  of  the 
list  for  all  cases  except  where  the  production  of  large  quantities  of  slimes  must 
be  avoided.  Machines  acting  on  the  roller  principle,  by  pressure  mainly,  make 
less  slimes  than  the  others,  particularly  if  they  have  a  free  discharge. 

The  distribution  of  the  machines  in  the  gold  quartz  mills  of  California  for 
the  years  1895  and  1896  was  as  follows:*  Gravity  stamps  were  used  in  551 
establishments ;  Arrastras,  in  108 ;  Huntington  mills,  in  43 ;  roller  quartz  mills, 
in  4;  Tustin  pulverizers,  in  4;  Bryan  mills,  in  3;  Cannon  ball  mills  (ball  mills), 
in  3 ;  Qriffin  mills,  in  3 ;  Dodge  pulverizers,  in  2  and  Kinkead  mills,  in  2 ;  total, 
723.  This  list  indicates  how  far,  in  the  State  of  California,  fine  pulverizers 
have  succeeded  in  replacing  gravity  stamps. 

For  grinding  softer  materials,  as  phosphates,  cement  clinker,  etc,  fhe  fine 
pulverizers  are  standard,  the  cavity  stamps  not  being  used  for  these  purposes. 

§204.  Classification. — The  machines  have  been  arranged  in  groups  or 
classes  (see  Table  136),  according  to  their  mode  of  attack  upon  the  rock,  of 
which  there  are  four  chief  principles:  (1)  abrading  or  true  grinding,  (2)  pres- 
sure, (3)  blow  upon  an  anvil,  (4)  blow  in  space;  and  also  according  to  their 
construction. 

In  this  classification,  under  the  column  headed  '^un,"  five  states  are  dis- 
tinguished: (1)  **Dry,**  that  is,  dry  or  onlv  very  slightly  moist,  as  mine  ore; 
(2)  "Thick  pulp,'*  that  is,  pulp  that  will  adhere  to  a  stick,  as  in  amalgamating 
pans;  (3)  "Thin  pulp,'*  that  is,  liquid  pulp  like  cream,  which  runs  readily,  as 
in  an  arrastra;  (4)  'TLn  water,"  that  is,  as  in  a  stamp  mill;  (6)  ''With  water," 
fliat  is,  with  a  stream  of  water,  as  in  rolls. 

•  Compiled  from  CaL  Bap..  YoL  ZUL 
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TABLB    136. — CLA88IFICATI0K    OP    PULVERIZEBS. 

MachiiieM  marked  with  an  asteiiak,  tbos,*  are  deacribed  later  in  the  text. 
AbtMreriationa.— CoDt.=coDtaiuous;  Iii.s=iiich;  lDt.=iiiteniiitteDt;  L. s large  siae;  qta.=qiiarts;  S.s8mall 


lfa<^De. 

Priooipla 

Bun. 

|.| 

Capacity 

24  Hours. 
Tons. 

1^ 

Uses  Designed  for. 

Ci^ss    I. 

Arraatra.* 

HowUod  mill 
NO.S. 

pan.* 

deaouppan.* 

Horisontal  aurfaces 
grinding  concentrically. 
VerUcal  driving  abaft. 

addition  of  vertical  Bur. 

trif  ugal  force. 
Same  aa  Arrastra 

Same  as  Arrastra. 

UsuaUy 
stone. 

Iron. 

Iron. 

Iron. 

Tliinpalp. 

In  water. 

Thick  pulp. 
Sometimes 
thin  pulp. 

Thk^kpolp. 

Int 
Some- 
times 
Cont. 

Cont 

Int. 
Some- 
times 
Cont. 

u 

8  to  Oof  ore 

80  of  quartz 
8to6ofore 

9-4J 

10 
8-10 

Fine  grinding  and 
amalgamating  of 
gold  and  ^ver 
ores  from  H  inch 
tolOOroeah. 

Substitute  for 
stamp  railL 

Fine  grinding  and 
amalgaiiiatiiii;, 
usually  for  siUer 
orem  from  40  to 
100  mesh. 

Fine  grinder  and 
amalgamator  for 
various  residues 
from  40  meah  to 
lOOmesb. 

Class   II. 

Grist    mill    or 
Bubrstone 
milL* 

Rock    emery 
mUL* 

Pr8bel*s  im- 
proved     flue 
grinding  mm. 

Carey  portable 
pulTorisIng 
mUl. 

Same  as  Arrastra. 

SameasArrastnL 

Shnllar  to  preceding,  ex- 
cept that  grinding  sur- 
face is  shaped  Ukethe 
surface  of  a  much  flat- 
Same  as  Bubrstone,  ex- 
cept that  upper  grind- 
er is  suspended  by  uni- 
▼ersal  Joint. 
Deep  stationary  pan  with 
Independent  revolrlng 
oomigated  bottom. 
Weight  of  pan  full  of 
ore  causes  grinding. 

Stone. 
(a) 

Bohr- 
Iron. 

Any  state, 

but  usually 

dry. 

M 
M 

M 

Dry. 

Cont. 

M 
M 

W 
M 

9oCtalo. 

91  to  48  of 
rock. 

90  of  galena 
or& 

90 
90 

Fine  grinding  of 
soft  mat4«rial.  as 
grain,  soft  rock, 
etc.,  from  Winch 
to  100  mesh: 

Pine  grinding  on 
little  harder  ma- 
terial than  pr9- 
ceding. 

Orinding  soft  ores 
from  ^  in.  to  90 
mesh. 

Same  as  preceding. 
Orinding  cemenL 

Btreokerna 
grinder. 

(a)  Combination  of  emery,  cement  and  bubrstone.    Qb)  Oast  Iron  with  ftirrows  of  wood. 

Class    III. 

CommtDg*s  ore 
granulating 
mill* 

Vertical    rook 
emery*  (a). 

ing  surfaces.  Horizon- 
Uil  driving  shaft. 
Same  as  preceding 

Iron. 
(6) 

Any  state. 

Cont. 

480    of  ce- 
ment. 

4  to  80  of 
rock. 

60 
8-S6 

Orinding  rork  from 
1  inch  to  ^  inch. 

Orinds  moderately 
hard  rock   from 
Hin.tofiOmc«h. 

(a)  This  mUl  is  deacribed  in  the  text  with  the  Rock  emery  mill  under  Class 
bubntone. 

Class  IV. 

IL    (b)  Emery,  cement  and 

or  oooemlll* 
flamole 

Concentric  grinding  sur- 
faces neariy  vertical. 
Vertical  driving  shaft. 

Same  as  preceding 

Iron. 
Iron. 

Any  state. 
Usually  dry 

Cont. 

M 

18S  of  coal 

8 
8 

irtndlng  soft  m^ 
stances,  as  ooil» 
from  6  in.  to  MlB. 

FinACTindingofcrB 
from  M  la-  to  01 
mesh. 

^Sir.* 
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TABLB  136. — CLASSIFICATION  OF  PULVERIZERS. — Continued. 

MiichtfMW  marked  with  an  asterisk,  thus,*  are  described  later  In  the  text. 


Arinolpla. 


Bun. 


hS 


Capacity 

94  Hours. 
Tons. 


r 


Uses  Designed  for. 


Class   V. 


NJeholiui  pul 


Qylinder  with  faorisontal 
axis,  iHiioh  grinds  by 
reTolving  in  lower  half 
of  a  stationary  oylin 
drical  trough. 


Iron. 


In  water. 


Oont. 


0  of  tin  ore. 


1» 


In  Cornwall,  for 
flne  grinding  of 
middlings  from 
60  to  100  mesh. 


Clae  3  VI. 


HeberlimilL* 


Vertical  eooentrtc  grind- 
tog  surfaoe&  Horison- 
tal  shaft. 


Iron. 


Usually 
with  water 


Oont 


4  to  18  of 


J^i-« 


Qrinding  middlings 
from  A  Inch  to 
^inch. 


Class  VII. 


Bogardus   ec 
centric  mllL* 


Oannack*8  pul 


Dingey  min..,. 

Bottor^  patent 
grinding  and 
amalgamate 
ingpan. 

Nenerberg^ 


Horiaontal  eccentric 
grinding  surfaces. 
Vertical  shaft. 


Horiaontal  eccentric 
grinding  surfaces,  one 
of  which  is  a  station- 
ary pan.  Vertical  sliaf  t. 

Lilce  preceding,  except 
pan  slowly  revolves. 

Differs  from  Cunnack's, 
in  that  pan  revolves 
fsst,  driving  the  other 
discs  by  friction. 

Similar  to  Bogardus. . 


Iron. 

Iron. 

Iron. 
Iron. 

Iron. 


Any  state. 

Id  water. 

In  water. 
In  water. 

With  water 


Cont. 


7  to  17  of 
soft  sub- 


7of  tinore 


18  of  mid- 
dlings. 
ISof  quarts 


»4 


IM 


S-18 


Qrinding  soft  sub- 
stances, as  fertil- 
izer, bones,  etc., 
from  H  in.  to  60 
mesh. 

Fine  grinding  mid- 
dlings from  60  to 
100  mesh. 

Orindlng  mlddlinss 
from  A  in.  to  ^  In. 
Substitute    for 
stamp  milL 


Similar  to  Bo« 
garduB. 


CLASS    VIII. 


min  » 


baU 


r  ban  mills  Same 


Orftson  ball 
mflL^ 

Jenlsoh  haU 
mflL* 

Other 

.  and  tube  mills 
made  far  va- 
rious Anns. 

Dodge  improV' 

ed  pulverizer.* 

Lowers  miU.... 

WdMllftTreg- 
cning  pnlver- 
isv. 

Bartle  ]mlver- 


Cylinder  revolving  on 
horiaontal  axis,  con- 
taining balls  which  act 
by  gravity. 


Same  as  preceding. 
Same  as  preceding. , 
as  preceding., 


Same  as  preceding. 
Same  as  preceding. 


Same  as  preceding,  ex- 
cept ufles  scrap  iron  in- 
stead of  balls. 

Same  as  preceding 


Iron. 

Iron. 
Iron. 
Iron. 


Iron  and 
quartz. 
Iron. 

Iron. 


Iron. 


Dry  or  with 
water. 


Dry  or  with 

water. 
Dry  or  with 

water. 
Dry  or  with 

water. 


Dry  or  with 

water. 
With  water 

In  water. 


In  water. 


Cont. 


Mto21 

(a)  1  to  19 
6to88ofore 


10  to  00  of 

ore. 
14  to  18  of 

ore. 
6  to  6  of  tin 

ore. 

6  of  tinore. 


(6)6-8 


54-11 
d-14 


6-16 
10 


Fine  grindinir  of 
soft  materials,  as 
cements,  clays, 
etc.,  from  1^  In. 
to  100  mesh 

Same  as  preceding. 

Same  as  preceding. 
Same  as  preceding. 


Substitute    fk>r 

stamp  mill. 
Same  as  preceding. 

Qrindinir  middlings 
from  60  raesli  io 
100  mesh. 

Same  as  preceding. 


(a)  Of  chrome  iron  ore.    (6)  For  8-81  tons  capacity. 
Class    IX. 


Td8tin*8 

log  polveriz- 
^tagmllL*   ^ 
Niagsra  crush- 
er and  pul- 


rotat- Smf  hir 


to   OrOson,   but 

uses  rollers  tnstesui  of 


amllar  to  Tusttn,  except 
roller  is  weighted  by  a 
spring. 


Iron. 


Iron. 


Dry  or  with 
water. 

Dry. 


Cont. 


4  to  94  of  ore 

94  to  48  of 
ore. 


l^i-<M Substitute  for 
stamp  mill. 


^18 


Fine  crushing  of 
ore  from  1  Inch 
to  100  mesh. 
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TABLE   136. — CLASSIFICATION  OF  VTJhTBXiZEaB.—C(miinued, 
Machines  marked  with  aa  asterisk,  thua,^  are  deaciibed  later  In  the  text 


Maohiue. 


PriDdpto. 


II 

11 


Capaoity 

94  Hours. 
Tons. 


I 


Uses  Deatgned  for. 


Class  X. 


Cleanup    bar- 
rel.* 


oylln 


Cylinder 
Dorisooi 


revolving    on 
^       .  ital    axis    con- 
taining balls  which  act 
by  gravity. 
Same  as  preceding. . . 


Iron. 


(«) 


In  water. 


Dry, 


Inu 


3«to(%of 
talc. 


» 


Qrindinff  baUery 
resioTaea,  etc. 
from  14  Inch  to 
00  mesh. 

Fine  grinding  of 
talc.etc.^frtnnaO 
mesh  to  powder. 


(a)  Flint  pebbles.    Foruelain  lining. 


Class  XI. 


Frisbee  Luoop 
mllL* 


Waring  pulver- 
ator. 

Planet  pulver- 
ising mllL 


Lion  miU 

Cyclops  mill... 

Tnompson*8 

pulverizer. 


Cylinder  with  die  ring, 
navlng  horlsontal  axis, 
in  which  revolve  rollers 
driven  by  arms  and 
crushing  oy  centrifu- 
gal force. 

Similar  to  preceding,  ex- 
cept that  it  uses  ofl 
Instead  of  rollers. 

Similar  to  preceding,  ex- 
cept ball  is  driven  by 
two  revolving  discs. 

Similar  to  preceding .... 

Similar  to  preceding. . . . 

Similar  to  preceding.... 


Iron. 

Iron. 
Iron. 


Iron. 
Iron. 
Iron. 


Dry  or  with 
water. 


Same. 
Same. 


Same. 

With  water 

Dry  or  with 

water. 


Oont. 


12  to  9i  of 
quarts. 


36  of  pho 
phate. 

48  to  78 
5-48  of  qu. 
liMIOofore 


a>18 


10 


S-16 
4*10 


Grinding  plioa- 
phate,  eta,  to  60 
m»'sh  and  as  sub- 
stitute  for  scamp 
millongoid< 


Orindso 
In.  toll 


Same  as  preceding 


Same  as  preceding 
Same  as  preceding 
Same  as  preceding 


Class   XII. 


Qriffln  centrifu- 
gal stamp 
m\XL* 


Similar  to  Frisbee  Lucop 
ixcept  rollers  are  cor- 
ugated  and,  hence, 
itnke  a  blow. 


Iron. 


Dry  or  with 
water. 


Cont. 


180  of  cop- 
I    permatto 


80 


Grinding  oi 
IJiin.  to  A 
and  Oner. 


Class  XIII. 


American   ball 
pulveriser. 

Lamberton  mill 

Morey  &  Sper- 

ry  pulverizer. 

Crawford  mill, 
Pfeiffer's  hori- 
zontal   ball 
mill. 
Morel  &  Hall's 
ball  mill. 


Horisontal  stationarv 
pan,  around  which 
balls  are  driven  by  re- 
volving cover. 

Same  as  preceding 

Similar  to  preoedinfc*  ex- 
cept balls  are  driven 
by  under  disc. 

Same  as  preceding 

Similar  to  preceding,  ex- 
cept balls  are  driven 
by  radial  arms. 

Same  as  preceding. . . . 


Iron. 


Iron. 
Iron. 


Iron. 
Iron. 


Iron. 


Dry    or  in 
water. 


Same. 
In  water. 


Same. 
Dry    or  In 
water. 

Same. 


Cont 


24  to  78  of 
quartz. 


84  to  86  of 
quarts. 

10  of  quartz 
7  of  cement 


11^15 


18 
10.18 


Irinding  ores  from 
J4ln.tor 


)  OOmeeh. 


Same  as  preceding 
Same  as  preceding 

Same  as  preceding 
Same  as  preceding 

Same  as  preceding 


Class  XIV. 


Jordan's  cen 
tr  1  f  u  g  a  1 
grinder  and 
amalgamator 

Kinkead's  ball 
miiL 


Pan  keyed  to  a  slightly 
inclined  shaft,  around 
which  balls  roll,  due  to 
rotation  of  shaft. 

Similar  to  preceding,  ex 
oept  that  the  snaft 
gyrates  at  Its  foot. 


Iron. 


Iron. 


In  water. 


Same. 


Cont. 


Same  as  preceding 
Same  as  preceding 
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TABLE  136.— CLASSIFICATION  OP  PULVERIZERS. — Continued. 

llaohlfMW  marked  with  an  asterisk,  thus,*  are  described  later  in  the  text. 


^la 

1    1 

Oapadly 

1 

FriDdpiew 

III 

Run. 

5    1 

M^urs. 
Tons. 

5P 

Uses  Designed  for. 

Class  XV. 

EdsB  runner^.. 

Qjrllndrlcal    roUers    re- 

Iron. 

Dry    or  in 

Cont. 

14  to  18  of 

}« 

UsuaUy    for    fine 

volving  on  borlaontal 

Some- 

water. 

Some- 

ore. 

axis  and  gyratiug  iu  a 

times 

Umes 

90  of 

1 

pan. 

stone. 

Int. 

quartslte. 
Iff  to  86  of 

f 

Bryan    roller 

Bame  as  preoeding. 

Iron. 

In  water. 

Oont. 

6-10 

Substitute  for 

quArtx  mill.* 

ore. 

stamp  Tn\\\, 

Lansle7*8    im- 

Same as  preceding 

Iron. 

Ra.tn«, 

TSof  ore. 

a-10 

Crushing  ores  from 

proved    dry 

1^  in.  to  76  mesh. 

cruvfaer.* 

Merrall*8miU.. 

Same  as  preoeding 

Iron. 

Same. 

54  of  ore. 

U  In.  to  60  mesh. 
Substitute  for 

wisweu  elec- 

Same as  preoeding 

Iron. 

Same 

u 

18  to  48  of 

tric  ore  pul- 

ore. 

stamp  mill. 

▼eriwr. 

Hsnctin's  mill. 

Iron. 

Dry. 

u 

aofceme*t 

6 

For  grinding  ce- 
ment. 

Wbod*a  miU... 

Iron. 

In  water. 

«« 

For  grinding    ore 

from  M  Inch  to 
60  mesh. 

Oompoand 

SauM  as  preoeding. 

Iron. 

Dry  or  with 

u 

74  to  W  of 

86-10 

Same  as  preceding 

edge  stone. 

water. 

cement. 

Ci^ss  XVI. 

Sohrans  mill*.. 

Conical  rollers  revolving 
on  flzed   axis  nearly 
horiaontal  with  revolv- 
ing disc  beneath. 

Iron. 

With  water 

Oont. 

88  of  mld- 
dUnga. 

8-W 

from  15  nmL  to 
8  nun. 

Cl. 

ASS  XVIL 

Klnlr^ia<lini1l«.. 

Pan    containing  muller 

Iron. 

In  water. 

Cont. 

15  of  ore. 

8 

For  gold  ores  and 

keyed  to  gyrating  shaf  r . 

Hin.  to^40mesh. 

Ugfataermill.. 

Iron. 

Same. 

Same  as  preoeding 

CLi 

LSS    XVIII. 

Huntinfcton 
centrifugal 
roller  milL^ 

Die  ring  with    verUcal 

Iron. 

In  water. 

Oont. 

18  to  86  of 

4-8 

Substitute  for 

axis,  inside  of  which 

orew 

stamp  mill   and 

are  rollers  which  re- 

formiddllngs 

crusher. 

sfaaft    and  rotate  on 

vertical  axes  by  fric- 

tion and  crush  by  cen- 

trifugal force. 

fiowiand    mfl] 

Similar  to  preceding,  ex- 

Iron. 

Same. 

18  to  M  of 

18-16 

Substitute  for 

No.i. 

cept  that  rollers  are 
driven  by  a  revolving 
under  diRc. 

ore. 

stamp  milL 

Narod   pulver- 

Similar  to  Huntington. . . 

Iron. 

Dry   or  in 

«» 

94  to  96  of 

1&-80 

Same  as  preceding 

iaer.^ 

water. 

ore. 

PropCe  mm.... 

Similar  to  Huntington, 
but  has  rollers  on  two 
levels. 

Iron. 

Dry. 

»i 

10  to  15  of 
coal. 

8-9 

For  grinding  coal 
to  40  mesh. 

Friedebergmfll 

Similar  to  Huntington. . . 
Similar  to  Huntington. 

Iron. 

Same. 

5-8  of  coal. 

4-6 

Same  as  preceding 

Tregonlng  pul- 

Iron. 

In  water. 

8  of  tin  ore. 

IM 

yeriaer. 

except  rollers  are  cor- 
rugated and  strike  a 
blow. 

ore. 

Class  XIX. 

Griffln  roller 

Similar  to  Huntfaigton, 

Iron. 

Dry    or  in 

Cont. 

86  to  60  of 

16-85 

Substitute  for 

laOl.* 

except  that  roller  is 
rotated  by  a  pulley. 

water. 

quarts. 

stamp  milL 
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TABLE  136. — CLASSIFICATION  OF  PULVERIZERS. — Concluded, 

Machines  marked  with  an  asterisk,  thus,*  are  described  later  in  the  text. 


Xachine. 

Principle. 

111 

Run. 

5   fl 

Capacity 

24  fours. 
Tons. 

u 

1 

Uses  Designed  for. 

Class  XX. 

Carr  dlalnte- 

B^ftkflb- 
ner  disinte- 
grator.* 
Stedman'B 
dialnt'gratr*  I 
Sturtevant 

mllL* 
Cyclone  pulTer- 

Leriathan  pul- 
yerlzer. 

Melhe»8  pulver- 
iser. 

Jordan's     pul- 
verizer. 

Impact  machine  hav- 
ing two  horizontal 
shafts  and  two  sets  . 
of  beaters  revolving 
in  opposite  directions 
In  a  chamber. 

Same  as  preceding 

Same  as  preceding 

Same  as  preceding 

Same  as  preceding. .!... . 
Same  as  preceding 

Iron. 

Iron. 
Iron. 

Iron. 
Iron. 
Iron. 

Dry. 

Dry. 
Dry. 

Dry. 
Dry. 
Dry. 

Cont. 
•» 

M 

ft* 
ft* 
»• 

fL.  175  to 
600  of 
coal. 

a.   80   of 
mid- 
1     dlings. 
18  to  TOO  of 

ore. 
5  to  12  of 

ore. 

185-125 

6-7 

20-75 
9«-17 

I  For  grinding  soft 

ooal,toAinch; 
also  for    mid- 
dlings   from  9 
to4mm. 

CYushlng  ore  from 
4  in.  to  20  mesh. 

Fine  grinding  of  soft 
minerals  from 
H  in.  to  lOU  mtt.li. 

Same  as  preceding 

Class  XXI. 

Whelpley  ft 
Storer  pul- 
verizer.* 

Raymond  auto- 
matic pulver- 
iser. 

Walker  pulver- 
iser. 

Byerson  pul- 
veriser* 

Impact  nuicbine  with  one 
horizontal    shaft    and 
several  sets  of  beaters 
revolving  in  a  chamber. 

Same  as  preceding 

Same  as  preceding,  with 
but  one  set  of  beaters. 

Same  as  preceding 

Iron. 

Iron. 
Iron. 
Iron. 

Dry. 

Dry. 
Dry. 
Dry. 

Cont. 

•ft 
•ft 
•• 

18  of  ore. 

l^tx>20 
25  of  quartz 
7  200  hush- 

15 

Qrinding  ores  from 
^  in.  to  100  mesh. 

Qrinding  soft  ms> 
terials  to  powder. 

Qrinding  from   % 
in.  to  iOO  mesli. 

Qrinding  soft  ma- 
terial, as  wheat, 
to  flour. 

els  wheat. 

Clj 

iss  XXII. 

. 

"Sobleuder- 
mOhle.'' 

▼apart  disinte 

Griffln  pulver- 
izer. 
Whelpley  & 
Storer    whirl 
ing  table. 
Progressive 

pulverizer. 
"  B  o  1  s  e  n  - 

Impact  machine  with  ho- 
rizontal disc  revolvine 
rapidly  on  vertical 
shaft.    Throws  ore  ra- 
dially outward. 

Same  as  preceding 

Same  as  preceding 

Same  as  preceding 

Same  as  preceding 

Impact  machine,  where 
ore  is  struck  by  pro- 
jections on  rapidly  re- 
volving horizontal  disc. 

Iron. 

Iron. 
Iron. 
Iron. 

Iron. 
Iron. 

Iron. 

Dry. 

Dry. 
Dry. 
Dry. 

Dry. 
Dry. 

Dry. 

Cont. 

M 
•ft 
•ft 

•ft 
•ft 

•ft 

14  of  ore. 

10  to  26  of 
soft  ores. 

24  to  72  of 
ore. 

200  of  ore. 

6 

4-18 
16-20 
15% 

Qrinding  ores  from  » 
H  in.  to  IS  mesh. 

Same  as  preceding 

Qrinds  ore  from  4 
inches  to  \i  inch. 

Qrinds  ore  from 
Utn.tol00meslt 

Qrinds  ore  from  ^ 
in.  to  100  mesh. 

Friable  matersl. 

milble." 
Ifagic  crusher. 

from  12  inch  to 
sand. 

Cla 

ss  XXIIL 

Pneumatic  pul- 
verizer. 

Impact   machine.    In 
which  two  streams  of 
ore  meet  in  a  chamber. 

Ore. 

Dry. 

Cont 

7  to  10  of 
ore. 

(a) 

Crushes  ore  from 
M  in.  to  100  mesh 

(a)  Boiler  bums  0.20  to  0.4S  tons  of  coal  to  crush  7  to  10  tons  of  ore. 
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Classes  I.  to  V.  are  concentric  in  their  action  and  act  upon  the  true  grinding 
principle  only.  Classes  I.  and  II.  have  vertical  axes;  III.  and  IV.  have  hor- 
izontal. The  former  are  used  for  very  fine  grinding  and  are  able  to  do  such 
work  because  the  particles  cannot  1  amble  away  from  the  surfaces  as  soon  as  the 
first  break  takes  place.  The  latter  do  not  grind  so  finely  because  the  particles 
can  drop  out  when  partly  broken.  The  wear,  when  hard  rock  is  ground,  is  high, 
and  since  they  are  employed  for  very  fine  grinding  their  capacity  per  horse 
power  is  necessarily  low.  These,  as  well  as  the  other  machines  that  crush  by 
grinding,  if  run  dry,  have  greater  tendency  to  heat  than  the  machines  which 
crush  by  pressure. 

Classes  VI.  and  VII.  have  eccentric  grinding  surfaces  and  they,  therefore, 
have  no  tendency  to  wear  in  grooves,  which  is  an  advantage.'  The  remarks 
upon  concentric  grinders  in  other  respects  are  equally  applicable  here. 

Class  VIII.  includes  the  true  ball  mills  and  they  act  by  pressure,  by  grinding 
and  by  blows. 

Class  IX.  includes  machines  which  resemble  those  of  Class  VIII.,  but  they 
act  by  pressure  only.  The  effect  of  the  heavy  rollers  with  free  discharge,  is  to 
decrease  wear  and  the  tendency  to  make  slimes. 

Class  X.  represents  the  parent  form  of  ball  mills  and  the  intermittent  method 
of  action  makes  the  machines  of  this  class  extremely  fine  grinders.  They  are 
simple  and  are  good  amalgamators  and  are  used  for  very  fine  grinding  where 
small  capacii^  is  not  objectionable. 

Class  XI.  includes  roller  and  ball  mills  using  pressure  mainly,  with  or  with- 
out grinding.  Class  XII.  acts  by  blow  only.  Class  XIII.  acts  by  pressure,  and 
to  a  less  extent  by  grinding.  Classes  XI.,  XII.  and  XIII.  have  not  met  with 
wide  adoption  on  account  of  complicated  parts. 

Class  XIV.  uses  both  pressure  and  grinding.  The  inclined  shaft  is  a  dis- 
adTantage. 

Class  XV.  acts  mainly  by  grinding  and  to  a  less  extent  by  pressure.  Class 
XVI.  is  like  class  XV.  in  action  except  that  the  conical  rollers  enable  it  to  act 
wholly  by  pressure.  Classes  XV.  and  XVI.  have  been  very  successful  for  moder- 
ately fine  work. 

Class  XVII.  acts  by  pressure  only  on  the  fine  grains,  but  it  introduces  a  slight 
grinding  action  while  breaking  the  coarse  lumps. 

Classes  XVIII.  and  XIX.  are  the  vertical  roller  mills  and  they  act  almost 
wholly  by  pressure.  They  have  been  the  chief  rivals  of  the  California  stamp 
mill. 

Classes  XX.,  XXI.,  XXII.  and  XXITI.  all  break  the  rock  by  striking  a  blow  in 
space.  They  have  found  favor  only  on  soft  material  because  of  the  high  cost 
of  power  and  wear  when  crushing  hard  substances.  Several  of  these  mills  are 
used  for  very  fine  grinding. 

Arrastra  or  Drag-stone  Mill. 

§  205. — ^This  mill  consists  of  a  circular  pavement  from  6  to  20  feet  in  diame- 
ter with  a  retaining  wall  around  it  and  a  step  in  the  center.  Upon  the  step 
stands  a  vertical  revolving  spindle  or  shaft,  and  from  the  spindle  extend  hori- 
zontal arms  to  which  large  boulders,  called  drag-stones,  are  attached  by  chains. 
The  boulders  are  dragged  around  the  circle  by  the  arms  and  crush  the  ore  by  a 
true  grinding  action. 

The  arms  number  from  two  to  eight,  usually  four.  The  drag-stones  vary 
form  two  to  twelve,  commonly  four;  they  weigh  from  80  to  2,000  pounds,  aver- 
age about  300  pounds.  Holes  are  drilled  in  the  stones  and  plugged  with  dry 
wood  and  the  eye  rings  are  driven  into  these  plugs.    They  are  placed  so  that 
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the  stone  shall  slide  on  its  largest  plane  surface  and  forward  of  the  center  of 
gravity  so  that  the  front  edge  of  the  stone  may  be  lifted  so  as  to  ride  over  the 
coarsest  of  the  ore  during  the  early  stage  of  grinding. 

To  prevent  leakage  of  quicksilver  the  pavement  is  built  upon  a  clay  or  con- 
crete foundation  which  is  always  wider  than  the  pavement.  The  latter  is  about 
1  foot  thick  of  granite,  basalt,  or  flinty  quartz,  a  rough  grained  rock  being  pre- 
ferred. The  joints  are  filled  with  fine  tailings,  or  better,  with  cement.  The 
retaining  wall,  2  to  4  feet  high,  is  made  of  stones  laid  in  cement,  of  wooden 
staves  bound  with  iron  hoops,  or  is  merely  a  clay  bank.  It  has  a  gate  or  a  series 
of  plug  holes  for  discharging  the  pulp  and  sometimes  screen  discharges  for 
continuous  work. 

The  speed  is  4  to  18  revolutions  per  minute,  usually  10  to  14  for  power 
arrastras.  Small  arrastras  are  driven  by  a  horse  or  mule  atttached  to  an  ex- 
tension of  one  of  the  arms,  the  animal  walking  around  the  circle.  Large 
arrastras  are  driven  by  a  horizontal  water  wheel,  suspended  from  cross  arms 
separate  from  the  dragging  arms  and  extending  outside  the  retaining  wall,  or 
they  are  driven  by  a  shaft  with  beveled  gears.  One  long  shaft  may  in  this 
way  connect  several  arrastras  with  a  single  driving  engine. 


FIG.   158. — SECTION  OF  ARRASTRA  AT  MILL  81. 

It  is  used  as  a  fine  grinder  and  amalgamator  with  both  gold  and  silver  ores, 
and  is  fed  with  material  seldom  above  %  inch  in  diameter,  often  much  below.  It 
is  used  where  cheapness,  both  of  installation  and  of  running,  is  essential  and  at 
the  same  time,  small  capacity  is  not  objectionable,  for  example,  in  regions  re- 
mote from  supplies.  It  is  often  used  for  re-treating  tailings  of  gold  mills, 
chiefly  by  lessees. 

At  Guanaxuato,  Mexico,  mule  power  arrastras  12  feet  in  diameter,  each  treat 
600  to  1,100  pounds  of  silver  and  gold  ore  per  charge,  taking  24  hours  and  using 
230  to  299  gallons  of  water.  At  Zacatecas,  a  charge  of  1,000  pounds  of  silver 
ore  is  treated  in  13  hours;  at  San  Dimas,  1^500  pounds  in  three  days  at  a  cost 
of  $1  to  $1.40  per  ton.^  A  twelve-foot  power  arrastra  can  treat  two  charges  of 
2  tons  each  in  24  hours.***  At  Smartville  and  Mooney  Flat,  Nevada  County, 
California,  arrastras  12  feet  in  diameter^  making  14  revolutions  per  minute, 
witib  steam  power,  grind  7  tons  per  charge,  and  the  time  of  treatment  is  1  hour; 
cost,  8  cents  per  ton.  Louis*  gives  6  horse  power  required  for  a  12-foot  arrastra, 
making  12  revolutions  per  minute  and  treating  6  tons  in  24  hours. 

Mill  81,  visited  by  the  author,  consists  of  four  arrastras  which  grind  the  tail- 
ings from  Mills  65,  73  and  74.  These  arrastras  (see  Fig.  158),  consist  of  fl 
pavement  A,  2  feet  thick,  built  of  stones  and  cement  with  an  underlying  bed  of 
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clay,  6  inches  thick.  The  inside  diameter  is  12  feet;  in  the  center  is  a  step  B  of 
oak  timber,  projecting  one  foot  above  the  pavement  to  receive  the  central  shaft. 
Around  the  pavement  is  built  a  cemented  stone  wall  C  2  feet  thicK,  4  feet  high 
and  2  feet  above  the  pavement.  Upon  the  center  step  stands  a  rough,  vertical 
shaft  or  spindle  D  of  pine  wood,  2  feet  in  diameter,  8  feet  high,  with  a  toe  of 
3-inch  diameter  round  iron  at  the  lower  end  to  support  it  in  the  step,  and  an 
extension  of  2  feet  above  the  top,  of  3-inch  round  iron  to  act  as  the  top  journal. 
This  upper  journal  runs  in  a  wooden  bearing  bolted  to  the  side  of  a  horizontal 
round  timber  E,  which  is  16  inches  in  diameter,  32  feet  long,  strongly  supported 
and  braced  at  the  ends.  Four  timbers  F,  6X8  inches,  pass  horizontally  through 
the  vertical  shaft,  the  top  of  each  being  1  foot  above  that  of  its  predecessor  and 
one-eighth  of  the  circle  in  advance  of  it,  and  furnish  eight  arms,  each  of  12^ 
feet  radius,  for  the  support  of  the  water  wheel.  At  the  end  of  each  arm  are  sus- 
pended two  vertical  timbers  G,  2X6  inches,  supporting  a  horizontal  impact  water 
wheel.  24  feet  inside  diameter.  The  buckets  are  placed  between  two  rims  /,  8 
inches  apart ;  each  rim  is  made  of  two  thicknesses  of  1-inch  board  8  inches  wide 
which  by  breaking  joints,  maintains  the  circular  form.  The  buckets  H  are  8 
inches  deep  and  are  made  of  two  parts,  the  upper  making  75°  with  the  hori- 
zontal, sloping  toward  the  water  jet;  the  lower,  30°  with  the  horizontal  and  about 
right  angles  to  the  jet  of  water.  The  jet  of  water,  not  shown  in  the  figure,  is  6 
inches  wide,  10  inches  deep,  and  slopes  45**,  with  a  head  of  12  to  16  feet.  The 
speed  is  12  to  14  revolutions  per  minute. 

Four  drag  stones  J,  weighing  from  a  ton  down,  are  attached  by  chains  to  the 
horizontal  arms  and  the  length  of  the  stones  is  so  placed  with  reference  to  the 
radius  that  one  stone  causes  an  outward  current  while  another  causes  an  inward 
current  The  stones  last  from  one  to  three  months,  according  to  their  size. 
Generally,  two  new  and  two  old  stones  are  run  together.  The  pavement,  2  feet 
thick,  lasts  4  months. 

The  charge  for  each  arrastra  is  estimated  to  be  4^  to  5  tons.  The  feed  sand 
is  tailings  which  have  passed  through  screens  with  0.030-inch  (0.76  mm.)  round 
holes,  bringing  water  enough  to  liquify  the  pulp.  The  treatment  lasts  twenty- 
four  hours  and  the  sand  is  mostly  ground  to  fine  mud. 

Computing  the  power  from  the  flow  of  water,  and  assuming  the  efficiency  of 
the  water  wheel  to  be  40%*  and  that  of  the  jet  100%,  the  power  actually  used 
would  be  from  6.26  to  8.1  horse  power.  Three  men  per  24  hours  are  required 
to  run  the  four  arrastras.  For  further  particulars  see  Mill  81  in  Chapter  XX. 
A  small  arrastra  is  used  in  Mill  68  as  clean  up  pan  and  is  further  described 
under  that  head. 

Ahalgamatino  Pans. 

§206.  The  modem  combination  pan  (see  Figs.  159a-161&),  has  been  de- 
veloped along  the  lines  indicated  in  the  early  patents  of  1855  to  1875.  It  is  a 
flat  bottomed  pan  with  an  iron  cone  in  the  center,  with  high  sides  nearly  or 
quite  vertical,  and  in  it  a  horizontal,  annular  disc,  called  a  muller,  is  revolved. 

It  has  three  important  duties  to  perform :  it  grinds  the  ore,  it  furnishes  iron 
for  the  chemical  reactions  of  the  process,  and  it  mixes  the  mercury  with  the  ore 
in  order  that  amalgamation  may  follow.  Some  high  authorities,  among  whom 
18  M.  P.  Boss,  claim  that  the  reduction  in  size  should  be  completed  before  the 
ore  is  fed  to  the  pan  and  that  the  pan  should  not  be  used  as  a  grinder  except 
in  rare  instances. 

The  mixing  or  circulation  of  the  pulp  is  the  most  important  feature  in  the 
operation.    Upon  it  depend  all  the  others.     Two  kinds  of  circulation  are  required 
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FIO.  159a. — ^PLAN  OF  FRASER  ft  CHALMERS  COMBINATION  PAIT. 


FIO.    159^;.— SECTION    A   B. 
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in  a  pan :  the  whirling  of  the  pulp  around  in  a  circle,  due  to  the  rotation  of  the 
muller.  This  is  simply  and  easily  done.  Secondly,  a  circulation  which  causes 
the  pulp  to  flow  outward  from  the  center  at  the  bottom,  then  to  rise  up  the 
sides,  next  to  return  toward  the  center  at  the  top  and  finally  to  fall  down  to 
the  bottom  to  start  over  again,  making  a  complete  and  continuous  mixing  up  and 
overturning  of  the  whole  pulp.  This  circulation  has  been  accomplished  by  the 
perfection  of  the  design  of  the  pan. 

§  207.  The  Foundation  Frame,  Pan  Bottom  and  Central  Cone. — Each 
pan  has  four  feet  A,  (Fig.  1616.)  These  are  bolted  to  two  long  timbers  B 
running  under  the  whole  row  of  pans ;  these  timbers  are  supported  by  two  posts 
under  each  pan,  which  in  turn  stand  upon  sills  below.  Cross  bars  notched  into 
the  posts  support  the  boxes  or  bearings  C  (Fig.  161a.)  Each  of  these  boxes  has 
three  parts:  a  step  for  the  vertical  shaft,  a  bearing  for  the  gear  end  of  its  own 
horizontal  shaft  and  another  for  the  pulley  end  of  its  neighbor's  shaft.  The 
Boss  pan  (see  Fig.  160a),  substitutes  two  cross  caps  at  each  pan  for  the  two  long 
timbers  and  uses  four  posts  instead  of  two.  It  also  has  a  different  style  of  box 
to  allow  the  use  of  one  long  horizontal  shaft  for  the  whole  row  of  pans. 


FIG.  159d. — DIB. 


PIG.   159c. — PAN  BOTTOM. 


FIG.  159c. — SHOE. 


The  pan  bottom  (Fig.  159c  and  D,  Fig.  1596)  is  a  cast  iron  disc  supported  on 
the  four  feet  At  one  side  is  the  discharge  spout  E,  (Fig.  1596),  with  an  orifice 
about  3  inches  in  diameter.  This  is  placed  as  low  as  possible  to  drain  off  all 
the  mercury.  At  the  Lyon  mill,  Dayton,  Nevada,*'  this  spout  was  found  to  wear 
out  much  faster  than  the  pan  bottom.  They  therefore,  used  a  larger  nipple,  in 
which  was  driven  an  oak  bushing  to  take  the  wear.  When  this  wore  out  it  was 
replaced  at  little  expense.  An  amalgam  well  may  be  attached  to  the  spout  if  the 
mercury  is  to  be  settled  in  the  pan,  otherwise  the  pulp  is  run  directly  into  the 
settler.     Settling  mercury  in  the  pan  is  now  practically  obsolete. 

The  bottom  supports  the  sides  F  (Fig.  1596),  the  dies  0,  and  the  central  cone 
ff.  The  central  cone  is  in  two  parts:  the  cylindrical  part  above,  carrying  the 
bearing  for  the  vertical  shaft,  and  the  conical  part  below,  to  prevent  a  stagnant 
center.  These  two  parts  are  generally  cast  in  one  piece.  The  union  between 
the  base  of  the  cone  and  the  pan  bottom  is  usually  made  by  flange  and  bolts ; 
the  two  are,  however,  sometimes  cast  in  one  piece.    A  sleeve  is  sometimes  used 
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FIG.   160a. — SECTION  OF  BOSS  PAN. 


(506. — PLAN  WITH   COVER  REMOVED. 


FIG.    160c. — ^DIE  RING. 
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FIG.   161a. — SECTION  OF  UNION  IRON  WORKS  COMBINATION  PAN. 

to  protect  the  central  cone.     At  the  Lyon  mill,  this  was  1  inch  thick  and  36 
inches  high. 

In  the  pan  made  by  the  Union  Iron  Works,  protection  is  given  by  a  false  cone, 
not  shown  in  Fig.  161a,  which  at  its  base  fills  the  space  inside  the  die  ring.  It 
is  hold  in  position  by  cement  which  is  poured  between  it  and  the  central  cone. 
For  details  of  the  pan  bottom  and  central  cone,  see  Table  137. 

TABLE  137. — DETAILS  OF  PAN,  PAN  BOTTOM  AND  CENTRAL  CONE. 

Abbr«?vlatIonB.— C.  P. = Combination  pan;  In.=lnche8;  Lb.=poundB. 


MiK  or  Works 


liP  AlIhCo.,C.P 

Bo«  pan 

yrna^  &  Chalmere,  C.  P. . 
RiBdooIronWorka,  C.P.. 
UnJon  Iron  Works,  C.  P.. . 
C  P.,  Lyon  Mm«« 


Junction  of  Cone 
and  Bottom. 


bolteu 

CaRt  together  (a)... 
Bolted,8ee  Fig.  1596 

Bolted 

Bolted,fiee  Fig.ltfla 
Bolted  with  gasket 


8^^ 


5  o  ti 
11^ 


In. 
20 
96 
18 
94 
94 
16 


In. 

if* 

50 

(c) 
61 


1^ 


lg.i 


In. 

40 

40 

40 
80-86 

42 

55 


65-75 
76 
76 
76 
75 


gcaft 


Tons. 


!■'« 


In. 

60 


Weight  of 
Pan. 


Pounds. 
6.500 
9,800 

(6) 

G,500  to  8,000 

8,466 


Lb. 
475 


1,600 
650 


Lb. 
2,000 


1,855 


^(a)8ee  Flu.  160a.    ,_. 
wH  inches  at  the  bottom. 


(c)58^  inches  at  the  top; 

§208.  The  Steam  Jacket  and  Steam  Pipe. — These  are  devices  for  heat- 


(6)  8.000  pounds  with  steam  bottom;  7,000  pounds  without. 
id)  with  steam  bottom. 
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ing  the  contents  of  the  pan  to  aid  the  chemical  reactions  needed  for  amalgama- 
tion. The  former  is  a  space  to  be  filled  with  steam.  It  is  sometimes  made  by 
bolting  a  steam  tight  annular  disc  /,  (Fig.  161a)^  on  the  bottom^  famishing  a 
steam  space  between  the  two,  or  it  is  made  by  dropping  a  conical  lining  over 
the  cone  inside  the  pan.  The  steam  space  is  then  between  these  two  cones.  Still 
a  third  method  is  that  adopted  in  the  Boss  pan  (Fig.  160a),  which  has  the  pan 
bottom  and  conical  lining  cast  in  one,  and  slipped  over  the  permanent  cone^  and 
the  disc  steam  cover  below ;  this  gives  a  steam  jacket  to  both  the  bottom  and  the 
cone. 

In  case  live  steam  is  preferred  to  a  steam  jacket  for  heating  the  pulp,  a 
vertical  steam  pipe  is  arranged  at  one  side  to  deliver  dry  steam  within  5  or  6 
inches  of  the  bottom  of  the  pan.  A  chamber  and  drip  cock  must  be  placed  to 
dry  the  steam  just  before  it  is  admitted. 

The  steam  jacket  may  or  may  not  be  used.  The  advantage  of  the  steam  jacket 
is  that  the  heat  of  the  exhaust  steam  from  the  engine  may  be  saved  and  the  dila- 
tion of  the  pulp  prevented.  The  advantage  of  the  steam  pipe  is  that  it  heats 
the  pulp  quickly.  The  disadvantages  are  that  it  is  more  costly  since  pure  steam 
must  be  used,  ^9  oil  in  the  exhaust  steam  would  hinder  amalgamation,  and  sec- 
ondly it  is  liable  to  liquify  the  pulp  too  much.  Both  methods  were  in  use  in 
the  mills  visited  by  the  author.  Mill  82  used  steam  jacketed  inner  cone,  bottom 
not  jacketed,  and  live  steam  in  the  pulp.  Mills  83  and  84  used  steam  jacketed 
bottom  and  live  steam  in  pulp. 

§  209.  Sides,  Flange,  Ring,  Lining  and  Covers. — The  sides  P  (Fig.  1596) 
are  generally  made  of  wooden  staves  2^  to  3  inches  thick.  They  rest  on  the 
bottom  and  are  held  together  by  two  or  three  hoops  J  (Fig.  1596).  The  com- 
monest form  of  hoop  is  J-inch  round  rods  with  the  ends  passing  through  rod 
binder  blocks  K  (Fig.  159a),  and  with  nuts  to  take  up  slack.  Mill  82  has 
hoops  of  2iX^-inch  flat  iron  riveted.  Boiler  iron  is  sometimes  used  for  the  sides. 
In  this  case  the  bottom  joint  is  caulked  with  some  form  of  packing.  Small  pans 
have  bottom,  sides  and  cone  all  cast  in  one  piece. 

Outside,  around  the  bottom,  and  cast  with  it,  is  a  flange  L  (Fig.  1596),  to 
hold  the  staves  in  place  and  gi"  >  a  water  tight  joint.  Between  this  and  the 
staves,  packing  may  be  caulked.  Inside  the  staves  is  a  ring  M  (Fig.  1596), 
which  may  or  may  not  be  cast  with  the  bottom.  This  ring  supports  the  staves, 
takes  the  wear  and  furnishes  iron  for  the  chemical  reactions,  and,  if  separate, 
may  be  replaced  before  the  bottom  is  worn  out.  The  details  of  the  ring  are  given 
in  Table  138. 

TABLE  138. — RINGS. 


Mill  or  Works. 


Height  of 
Rings. 

Weight  of 
Rings. 

Inches. 
10 

7 

7 
10 

6 

8 

8 

5 
16 

Pounds. 

410 

330 
400 
644 

Thickness  of  Rings. 


Oast  on  Bottom  or 
Separate. 


Mmss 

Mill  88 

M1U84 

Lyon  mill 

E.  P.  AllisCo 

M.  P.  Boas 

Fraser  &  Chalmers., 
RIsdon  Iron  Works.. 
Union  Iron  Works.. 


•K  at  top,  %  at  bottom. 


Separate. 

Separate. 

Separate. 

Separate. 

Separate. 

Separate. 

Separate. 

Cast  on  bottouL 

Separate  and  In  hal\e 


At  the  Lyon  mill,  a  lining  of  1-inch  boards,  24  inches  long  was  used  to  take 
the  wear  off  the  staves. 

Pans  are  provided  with  covers  N  (Fig.  1596),  of  cast  iron,  wrought  iron  or 
wood  which  are  in  halves  for  ease  of  removing.  They  serve  to  keep  in  the  heat 
and  steam.     They  have  holes  with  lesser  covers  0  for  feeding,  sampling  and 
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inspecting  or  one-half  the  large  cover  may  be  removed  at  the  time  of  feeding. 
The  weight  of  the  cover  as  given  by  the  Union  Iron  Works  is  315  pounds. 

§  210.  Dies  (Fig.  159c?  and  G,  Fig.  1596),  are  flat  pieces  of  iron  which  are 
laid  around  the  bottom  of  the  pan  in  such  a  way  as  to  form  an  annular  ring.  A 
space  is  usually  left  between  them  which  acts  as  a  channel  for  the  outward  flow 
of  the  pulp.     These  channels  are  usually  oblique  to  the  radii. 

The  dies  are  made  of  chilled  iron  and  may  be  dovetailed  separately  to  the  bot- 
tom as  in  Figs.  1596  and  159c,  or  they  may  be  cast  in  a  single  annular  ring  with 
channels  between  the  dies  as  in  Figs.  160a  and  160c,  or  finally,  a  single  die  ring 
without  any  channels  is  used  as  in  Figs.  161a  and  1616.  This  is  either  cemented 
in,  or  held  by  dovetails  to  the  pan  bottoms,  or  by  lugs  on  it  and  in  the  pan. 
Where  no  channels  are  used  in  the  dies,  those  in  the  shoes  are  depended  upon 
wholly  for  feeding  the  ore  to  the  grinding  surfaces.  The  single  die  ring,  whether 
with  or  without  channels,  saves  much  time  in  changing  dies  over  the  independ- 
ent dies,  and  to  some  extent  protects  the  bottom  against  cutting  and  solution^ 
especially  when  cemented  in. 

There  are  two  depressions  in  the  bottom  of  the  pan  which  may  or  may  not 
need  treatment  to  prtvent  formation  of  pools  of  mercury.  They  are  the  annular 
spaces  inside  the  inner  die  circle  and  outside  the  outer  one.  The  Union  Iron 
Works  (Fig.  161a),  get  rid  of  the  inner  one  by  bringing  the  central  cone  down 
to  the  diies,  and  the  outer  by  driving  in  a  pavement  of  wooden  blocks  with  grain 
on  end  flush  with  the  top  of  the  dies.  The  E.  P.  AUis  Co.  run  in  cement  to  fill 
both  spaces  flush  with  the  die  tops,  Fraser  &  Chalmers  (Fig.  1696),  leave  the 
two  spaces  unfilled  claiming  that  a  properly  run  pan  need  not  be  troubled  by 
pools  of  mercury. 

The  removal  of  the  worn-out  dies  is  effected  by  a  bar.  The  details  of  the 
various  forms  of  dies  are  given  in  Table  139. 


TABLE  139. — ^DIES. 
AbbraTiatloD8.~Deg.s:degreefl;  Lb.spounds. 


WoHu. 


E,!>  AllteOo. 

HP.  ISosfl -.... 

Fmaer  &  ChaAmern . 
filKlcm  Iron  Works.. 
Union  Ittm  Wort*., 


a 

S 

0 
1 


647 
743 


i 


DeilgDOC  DifiA, 


Chant] -'JehI  dOR.. 

ChAQueled  rlng». 
Solid  linj; 


Dlamfr- 
tvr  of 
Inside 

Die 
Cirela. 


ter  of 

Oiitidde 

Dit? 
Circle, 


SO 
SI 


an 
m 

M 


An  pip 

of 
Bevel 

of 
Edges 


Notie. 


Depth 

of 
Chun- 
Deli. 


None. 
Noue. 


lIortEoo- 

tJLl 

Wldtli  of 

ChanDelAi 


Dlumet«rof 

Circle  to 

whtcb 

Front  EdRe 

is  Tangpot, 


None. 
Kono. 


loches. 
Nune 

(r)  ft  u>  ao 

None, 


(a)  At  the  periphery,  (b)  The  channels  are  radiaL  (c)  These  channels  are  outward  channels;  ecu;h  chan- 
Belhastwo  rowid  rod  pieces,  ^  inch  in  diameter,  cast  in  to  strengthen  the  casting  for  shipping  (see  Fig.  IfiOc). 
{dj  These  dies  in  position  make  a  solid  annular  ring  with  no  channels  hi  it  whatever  (see  Fig.  ISOd).  (e)  These 
channels  are  inward  channria 

§  211.  Wings,  Mulleb,  Shoes  and  Pulp  Current. — ^The  wings  are  deflectors, 
JB  (Figs.  161a  and  1616),  generally  four  in  number,  shaped  somewhat  like  inverted 
plough  shares.  They  are  bolted  or  dovetailed  upon  the  sides  of  the  pan  near 
the  top  of  the  pulp  and  deflect  the  revolving  current  toward  the  center  of  the 
pan.  At  the  Lyon  mill,  five  vertical  strips,  3X4X30  inches,  were  tacked  upon 
the  wooden  linings  and  were  said  to  give  good  results. 

The  muller  or  muUer  plate  8  (Fig.  159&),  is  an  annular  disc  of  cast  iron.  It 
serves  to  convey  the  power  to  the  shoes  or  upper  grinding  parts.  Formerly  when 
grinding  in  the  pan  was  the  rule,  the  shoes  (Fig  159e  and  T  Fig.  159&),  were 
invariably  attached  to  the  muller  by  wedging  dovetails  (see  Figs  159a-1616), 
which  were  tightened  by  the  action  of  the  shoes  on  the  dies.     This  method  was 


246 


ORE  DRESSING. 


§  5J11 


necessary  on  account  of  the  frequent  renewals  needed.  More  recently  where 
grinding  is  not  used  the  shoes  and  muller  are  often  cast  all  in  one  piece.  The 
shoes  are  oblique  sectors  of  circles,  that  is,  their  edges  are  oblique  to  the  radii. 
Table  140  shows  the  details  of  muller  and  shoes  in  the  different  styles  of  pans. 

TABLB  140. — MULLER  AND  SHOES. 
AbbreyiatioDS.— Deg.ssdegrrees;  In.  s Inches;  Lb.  pounds. 


MiU  or  Works. 


Shoes  Cast 
or  Dove- 
tailed to 
Muller. 


11 


a 
I** 


jl 
3s 


cog 


MiU  88 

MiU  84 

Lyon  mill 

E.P.  AllisCo 

M.  P.Bofls 

Fraaer  &  Chalmers. . 
Rifldon  Iron  Works . 
Union  Iron  Works. . 


Cost.  . 
Cast.. 


In. 


In. 


In. 


In. 


Lb. 


In. 


In. 


Deg. 


LbL 


Dovetailed. 
Dovetailed. 
Dovetailed. 
Dovetailed. 
Dovetailed. 


63 
M 
52 
64 
54^ 


21 
25 
88 
24&-J7 
34 
81 


21 
80 
21 
80 
27H 


660 


407 
600 
424 


45 
46 
46 
45 
87 


(a)768 


881 
225 

(a)780 


In. 

Wide. 

Kb) 

'^ 

(c) 


In. 


(d) 

te)10 
11 

ie)l2 


Ka)  With  spider.  (6)  S  inches  At  the  inner  end,  6  inches  At  the  outer,  (c)  4  Indies  at  the  inner  end,  ^  inches 
at  the  outer,   (d)  Spiral  channels,   (e)  These  ohaonels  have  tho  out«  end  in  advance  of  the  inner  end. 

The  pulp  current  is  chiefly  generated  at  the  bottom  of  the  pan.  The  two  main 
causes  which  affect  the  current  are  the  centrifugal  force  due  to  the  revolution  of 
the  muller,  and  oblique  shoe  and  die  channels.  Shoe  and  die  channels  are  thus 
defined:  Outward  channels  for  shoes  are  those  in  which  the  inner  end  of  the 
revolving  channel  is  in  advance  of  the  outer,  that  is,  it  would  strike  a  stationar}' 
radial  arm  before  the  outer,  while  outward  die  channels  are  those  in  which  a 
revolving  radial  arm  would  strike  the  inner  end  of  the  channel  in  advance  of 
the  outer.  In  inward  channels  for  both  shoes  and  dies  the  obliquity  to  the 
radius  is  the  reverse  of  what  it  is  in  outward.  The  action  of  oblique  channels 
is  like  that  of  a  plow  which  in  outward  channels  throws  the  pulp  outward  and  in 
inward  channels  throws  it  inward.  Since  the  action  of  the  die  channels  is  much 
weaker  than  that  of  the  shoe  channels  and  they  furnish  disadvantageous  settling 
basins  for  holding  mercury,  they  are  frequently  omitted.  The  central  cone  occu- 
pies the  space  where  the  centrifugal  force  would  be  weak,  and  which  would  other- 
wise be  occupied  with  a  sluggish  mass  of  pulp.  Obviously  the  larger  the  cone 
the  less  will  the  stagnant  center  hinder  the  action  of  the  centrifugal  force.  The 
thickness  of  the  pulp  affects  the  current  by  its  viscosity,  the  thicker  the  pulp 
the  slower  the  current  will  be  and  the  greater  the  power  required. 

There  are  two  classes  of  mills:  those  which  work  with  thin  pulp  and  those 
with  thick.  The  design  of  the  pans  has  to  be  made  to  suit  the  class  of  mill 
in  which  they  are  to  be  employed.  The  mills  using  thick  pulp  have  narrow 
cones,  outward  channels  in  shoes  and  likewise  in  dies  if  die  channels  are  used 
Here  the  sluggishness  due  to  the  narrow  cone  requires  thick  pulp  to  support  the 
mercury,  and  the  thick  pulp  requires  that  the  centrifugal  force  be  supplemented 
by  outward  shoe  channels.  The  mills  using  thin  pulp  employ  wide  central  cones 
in  order  to  obtain  the  needed  activity  of  pulp.  Here  the  activity  derived  frora 
thin  pulp  and  wide  cone  is  so  great  that  an  outward  channel  can  be  used  to  dam 
back  the  outward  current  in  the  channels  due  to  centrifugal  force,  which  then 
overflows  its  banks  and  finds  its  outlet  between  the  shoe  and  die  and  gives  a 
uniform  outward  current  acting  all  around  the  circle,  instead  of  mainly  in  the 
channels  as  is  the  case  in  the  thick  pulp  pans.    This  uniform  outward"  current 
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sweeps  the  quicksilver  more  thoroughly  from  the  bottom,  and  consequently  carries 
more  in  suspension.  The  particles  of  quicksilver  being  smaller  and  more  numer- 
ous, it  is  claimed  that  the  contact  of  quicksilver  and 
pulp  is  better,  the  amalgamation  is  more  quickly  per- 
formed and  the  loss  of  quicksilver  is  less.  The  pans 
of  M.  P.  Boss  (Figs.  160a-160c),  of  the  Union  Iron 
Works  (Figs.  161a-1616),  and  of  the  Risdon  Iron 
Works,  are  designed  with  wide  central  cones  and  in- 
ward shoe  channels.  The  E.  P.  Allis  pan  has  inward 
shoe  channels  with  narrow  central  cone.  The  Fraser 
&  Chalmers  pan  (Figs.  159a-159e),  has  outward  chan- 
nels and  narrow  central  cone.  The  designs  of  dies 
are  quite  variable.  Boss  uses  outward  die  channels. 
Eisdon  uses  inward  die  channels.  Allis  uses  radial 
die  channels.  The  Union  Iron  Works  and  Fraser  & 
Chalmers  have  no  die  channels. 

§  212.  Spider,  Drivek  and  Cap,  Lubrication  and 
Grinding.— The  spider  U  (Fig.  159&),  by  which  mo- 
tion is  imparted  to  the  muller  is  in  the  form  of  a 
cone  above,  divided  into  legs  below,  the  spaces  be- 
tween which  allow  the  inward-flowing  pulp  current  to 
pass.  It  is  usually  cast  in  one  piece  with  the  mul- 
ler. Between  this  spider  and  the  central  cone  an  an- 
nular space  4  inches  wide,  more  or  less,  is  left.  At 
the  upper  end  of  the  spider  is  the  driver  V  (Fig. 
1596),  which  is  either  cast  in  one  piece  with 
it  or  more  commonly  bolted  to  it.  This  has  in 
it  a  long  bearing  for  the  vertical  shaft,  on  one  side  of  which  is  a  keyway 
making  a  loose  fit  with  a  feather  on  the  shaft.  This  guarantees  that  the  muller 
shall  revolve  with  the  latter,  but  allows  it  to  be  raised  and  lowered  at  will.  It 
is  so  raised  and  lowered  by  a  hand  wheel  W  (Fig.  159&),  and  a  screw  threaded 
into  the  cap  X  which  is  usually  flanged  and  bolted  to  the  top  of  the  driver. 
This  pcrew  bears  on  the  top  of  the  central  shaft  Z,  The  screw  has  a  second 
hand  wheel  Y  upon  it  serving  as  a  lock  nut  to  maintain  the  muller  at  any  desired 
height     Weights  of  these  pieces  are  given  in  Table  141. 


FIG.  162. — Donahue's 

PATENT         OILING 
DEVICE. 


TABLE   141. — WEIGHTS   OF   SPIDER  AND  DRIVING   CONE. 

Spider. 

Driving  Gone. 

E.P.  AUtaCo 

Pounds. 

Pounds. 
850 
661 

Frafl^r  A  Ohalmerfi. 

866 

UdIod  Iron  Works 

The  usual  method  of  lubricating  the  central  shaft  is  to  put  the  oil  in  a  cup- 
shaped  cavity  in  the  top  of  the  cap,  from  a  hole  in  the  bottom  of  which  it  trickles 
down  the  length  of  the  shaft.  P.  J.  Donahue  has  devised  a  special  arrange- 
menty  shown  in  Fig.  162,  for  lubricating  the  central  cone  bearing  by  a  cup  in 
the  upper  end  of  the  shaft  and  a  conducting  tube  in  the  same,  by  which  he  has 
made  a  saving  in  the  wear  on  the  babbitt,  the  expenditure  of  oil  and  the  loss  of 
quicksilver. 

The  grinding  takes  place  when  the  shoes  are  lowered  upon  the  dies.  As  each 
shoe  channel  filled  with  pulp  passes  over  the  die  surface,  it  smears  that  surface 
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with  ore;  the  shoe  immediately  following  grinds  the  ore  so  smeared.  The  die 
channels  when  used  act  upon  the  shoe  surface  in  the  same  way.  Add  to  this 
the  fact  that  the  pulp  is  circulating,  always  bringing  in  new  ore  particles,  and 
we  have  the  conditions  which  establish  the  pan  as  a  high  quantity,  fine,  wet 
grinder. 

§213.  Vertical  and  Horizontal  Shafts. — The  vertical  shaft  Z  (Fig. 
1696),  stands  in  the  center,  revolves  in  a  step  below  and  a  bearing  in  the  top  of 
the  central  cone.  It  receives  power  from  a  horizontal  shaft  by  a  beveled  gear 
below.  The  horizontal  shaft  of  the  combination  pan  is  mounted  below  the  pan 
and  has  two  bearings,  one  beneath  its  own,  the  other  beneath  the  adjacent  pan 
(see  Fig.  1596).  It  receives  power  from  a  line  shaft  below  by  a  slack  belt  and 
tightener  to  make  and  break  the  connection.  For  a  set  of  Boss  pans  one  con- 
tinuous shaft  is  used  and  the  individual  pans  are  connected  with  the  power  by 
friction  clutches  on  the  driving  pinions  (see  Fig.  160a),  thereby  effecting  the 
saving  of  one  long  line  of  shafting. 

§  214.  Uses  and  Method  of  Working. — The  pan  is  used  for  the  amal- 
gamation of  silver  ores  with  or  without  preliminary  grinding.  When  grinding 
is  used  it  reduces  stamp  stuflf  of  30  or  40  mesh  down  to  100  mesh  or  less.  The 
sizes  of  the  stamp  screens  in  the  mills  visited  are  given  in  Table  142.  Of  the 
size  of  ground  pulp  no  measures  have  been  made.  The  practical  test  is  as  to  its 
feeling  between  the  thumb  and  finger;  the  grit  should  be  nearly  gone. 

There  are  three  mill  processes  which  employ  pans:  The  Washoe  process  in 
which  the  pan  grinds  and  amalgamates  pulp  after  wet  stamping;  the  Beese  River 
process  in  which  the  pan  amalgamates  stuff  which  has  been  dry  stamped  and 
roasted  with  salt,  and  the  Combination  process,  in  which  the  pan  amalgamates 
with  or  without  previous  grinding,  the  tailings  of  vanners  treating  pulp  from 
stamps  and  amalgamating  plates. 

TABLE   142. — SIZE  OF  STUFF  TREATED  BY  PANS. 
AbbreTiatioo&— &  W.  G.sBinnlnghAm  Wire  Gauge. 


MIU 
No. 

Medieeper 
UneArlDcfa 

Wire. 
B.  w.  a. 

Net  Bfae  of 
Holes. 

FSnWork. 

88 

88 
84 

80 
85 
40 

90 
80 
88 

Inches. 
.08 
.0106 
.016 

f^  yTm.]pfflin.tJng  only. 
Qrindinfr  and  amaliiramatlng. 
Amalgamating  on\y. 

There  are  two  methods  of  working:  (a)  Intermittent  or  tank  system,  (b) 
Continuous  or  Boss  system, 

(a)  In  the  intermittent  system  the  muller  is  raised  to  clear  the  shoes  and  dies 
I  to  i  inch,  then  it  is  started  and  water  and  ore  are  fed  alternately,  until  the 
whole  ore  charge  has  been  fed  and  the  pulp  is  so  thick  as  to  support  the  mer- 
cury well  and  yet  thin  enough  to  flow.  The  consistency  desired  will  depend 
upon  the  design  and  speed  of  the  pan  and  must  be  learned  by  experience.  If 
the  charge  is  to  be  ground,  the  muller  is  now  lowered  to  bring  the  shoes  and 
dies  into  bearing.  The  charge  is  now  heated  up  by  jacket  or  direct  steam,  or 
both,  to  about  180** P.  (see  Table  143),  and  maintained  at  that  temperature 
throughout  the  grinding  and  amalgamating.  At  the  Lyon  mill*'  the  pan  wa? 
heated  to  a  point  just  bearable  to  the  hand  as  higher  heat  was  found  to  volatilize 
mercury.  W.  G.  Dodd  considers  that  heating  is  unnecessary  and  that  a  normal 
teiipperature  (60  to  70°F.)  is  preferable  to  any  other.  The  grinding,  if  used, 
continues  from  i  hour  to  4  hours  (see  Table  143). 

When  the  ore  is  suflSciently  ground  the  muller  is  raised,  mercury  is  added; 
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amalgamation  continues  4  to  8  honrs.     The  pulp  is  then  diluted  and  run  into 
the  settler,  and  the  next  charge  is  added. 

Table  143  gives  the  routine  of  amalgamation  as  practiced  at  the  three  com- 
bination mills.  The  action  of  the  chemicals  will  not  be  discussed  here  as  it 
belongs  rather  to  metallurgy  than  to  ore  dressing. 

TABLE  143. — METHOD  OF  RUNNING  5-FOOT  PANS  IN  COMBINATION  MILLS. 
AJbtawlatiooa— F.sFlEiluneiilieit;  ft.sfeet;  hrs.=: hours;  lii.aliicheH;  lb8.spoDnds:  infn.=minute8;  os-sounoeB. 


DiameCer  «nd  height  of  pan.. 

BevoladoDs  per  minute 

Ore  charge 


Sulphiirio  acid  added 

Solphato  of  copper  added 

Fine  wrought  Iron  horiogB  added.. . 
Ooacentrated  lye    " 
Mercury  added . . . 


CyaaSdb  of  potanfum  added, 
sued  lie       *-   ' 


I  lime  added. 

Total  time  of  grinding , 

Total  time  of  amalgamating. , 
Tbtal  time  of  discharging. . . . , 

Total  time  of  charge 

duuves  per  94  hours 

Number  of  pans 

Half  the  pans  eliarged , 

Number  of  settlerB , 

Clean  up. , 


Mill  83. 


At  start. 
At  start. 
At  start. 
At  start. 
At  start 


At  start. 


5  and  8  ft. 

(S5 

1  ton. 

Slbs. 
Slbs. 


100  lbs. 


0 
4  hours. 


4  hours. 

6 

M 

Every2hr8. 


MU188. 


At  start. 


At  start 
At  start 
At  start 
At  start 
At  start 
AfterShrs. 


8  hours. 
6  hours. 


8  hours. 

8 

94 

Every  4  hrs 

9  a  month. 


At  start, 
after  80  min 
after  46  min 


MiU84. 


At  start. 


after  l^hrs 

At  start. 
After  5  hrs. 


5ftand881n. 

m: 

60  lbs. 
Mlb. 
?lbs. 


60  lbs. 

'^- 

0 

M^  hours. 

Uhour. 

onours. 

4 
90 


10 
1  a  month. 


(a)  80  minutes  to  get  hot 

(6)  The  Boss  system  places  the  pans  and  settlers  in  a  series  all  on  the  same 
level.  The  pulp,  much  thinner  than  in  the  tank  system,  is  fed  to  the  first  of  the 
series  and  flows  continuously  from  one  to  another  through  connecting  pipes  near 
the  top.  Fig.  160a  also  shows  pipes  near  the  bottom,  but  these  are  seldom  used. 
The  earlier  pans  of  the  series  do  the  grinding,  being  usually  of  special  design,  the 
later  do  the  amalgamation,  and  the  settlers  recover  the  amalgam. 

§  216.  Power,  Wbar  and  Losses  of  Iron  and  Mercury. — The  power  for 
driving  a  pan  5  feet  in  diameter,  as  estimated  by  mills  and  manufacturers,  is 
given  in  Table  144. 

TABLE  144. — HORSE  POWER  NEEDED  FOR  DRIVING  PANS  5  FEET  IN  DIAMETER. 


For  Grind- 
inif. 

For  AnuU. 
Kamating. 

Mill  84 

6 

4 
8 
6 

E.  P.  AllisCo 

6 
6 
10 
6 

Fpiiiwr  A  Ohslmf^rs 

RiadoD  Iron  Works 

Union  Iron  Works 

The  wear  as  given  by  Egleston^'  for  Comstock  mills  is  as  follows:  Brunswick 
mill  shoes  and  dies,  30  days;  Eureka  mill  shoes  and  dies,  30  days;  Stewart's 
mill  shoes  and  dies,  3  to  4  months;  Nederland  mill  shoes  and  dies,  5  months; 
average  practice  the  whole  pan,  3  years. 

The  wear  as  given  by  Austin'*  at  the  Harshaw  mill  using  the  Boss  system  with 
8  shoes  and  dies  to  a  set  for  one  pan,  the  weight  of  a  set  being  1,504  pounds, 
was  as  follows:  TSo.  1  pan,  shoes  and  dies  last  13  to  18  days;  No.  2.  pan,  shoes 
and  dies  last  13  to  18  days;  No.  5  pan,  shoes  and  dies  last  18  months. 

The  loss  of  iron*^  varies  from  one-fifth  of  a  pound  when  the  ore  is  free,  poor 
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and  not  ground^  up  to  25  pounds  where  the  ore  is  base,  rich  and  roasted.  The 
loss  of  iron  when  free  ores  alone  are  ground  is  from  6  to  10  pounds  of  iron  per 
ton  of  ore  for  wear  and  chemical  action. 

In  regard  to  mercury  used,*®  100  pounds  or  more  of  mercury  per  ton  of  ore 
appear  to  be  sufficient  for  the  process  and  the  loss  of  mercury  is  from  ^  to  3 
pounds  of  mercury  per  ton  of  ore  treated;  1^  pounds  is  a  reasonable  loss. 

§  216.  Cost  of  Pan  Amalgamation. — Assuming  that  a  pan  treats  six  charges 
of  one  ton  each  in  24  hours  (a),  the  various  items  of  cost  estimated  from  differ- 
ent sources  are  as  follows: 

Power. — 4  horse  power  (6)  at  13  cents  (c)  per  24  hours.     8.667  cents   per   ton 
Labored) — 4   pan    men    at   $4.00=$16.00  per  24  hours 
2   pan  helpers  at  $3.00=$6.00     "     "      " 
10   tank  men  at  $3.00=$30.00     ''     *'      *' 


«        u 


Total   for   24   pan8=$52.00 
Total  per  pan=  $2,167    "     "       or  36.112      "        '*       *' 

0hemical8{e) — 70  pounds  of  salt  per  ton  at  i  cent  per 

pound    35.000     *'        **       *' 

2  pounds  of  sulphuric  acid  per  ton  at  2 

cents  per  pound 4.000     «        *'      *' 

2  pounds  of  copper  sulphate  per  ton  at 

3.75  cents  per  pound 7.500 

Loss  of  Mercury. — H  pounds  (/)  at  50  cents  per  pound. 75.000 
Wear. — Pan  weighs  4  tons   (g)   costs  $400.00    (g)   and 

lasts  2  years  (t)  or  2,000  tons  (i) 20.000      "        "      *" 

Shoes,  dies,  etc.,  10  pounds  (/)  per  ton  at  4  cents  per 

pound 40.000 

Oil,  Interest,  Superintendence,  etc.  (i) 10.000 


Total    236.279      ''        *'      " 

of  $2.36  per  ton. 

(a)  From  Mill  8S  of  Table  148.  (&)AT6ra«e  estimated  from  Table  144.  (c)From  Kent's  "Mech.  Eng. 
Pocketbook/' p.  790.  (d)  From  Mill  88.  (e)  Amounts  from  Mill  82;  prioes  from  current  reports.  (/)  Taken 
from  Tenth  U.  S.  Census.  •«    (g)  Taken  from  catalogues.    «)  Estimated. 

Clean  Up  Pan, 

§217.  The  clean  up  pan  (see  Figs.  163  and  164),  is  a  small  sized  pan  in 
which  the  sides,  bottom  and  central  cone  are  commonly  all  made  in  one  casting, 
the  bottom  being  very  thick  to  take  the  wear.  To  the  revolving  spider  or  driving 
cone  are  screwed  hard  wood  blocks  (see  Fig.  163),  which  are  well  adapted  to  give 
the  gentle  trituration,  the  special  need  for  which  will  be  referred  to  later.  A 
replaceable  die  ring  is  sometimes  used  as  in  Fig.  164.  As  the  charge  does  not 
rise  above  the  muller  no  attempt  to  obtain  a  systematic  pulp  current  is  made. 
In  other  respects  the  clean  up  pan  is  constructed  and  mounted  much  like  an 
amalgamating  pan.  Another  form  of  clean  up  pan  substitutes  two  rotating 
arms  and  two  drag-stones  for  the  spider  and  wooden  blocks. 

Amalgam  obtained  in  a  gold  mill  may  contain  particles  of  so-called  rusty  gold, 
that  is,  gold  which  is  more  or  less  coated  with  some  sulphide,  arsenide,  or  iron 
oxide.  The  stamping  process  has  cleaned  it  enough  so  that  one  comer  is  amal- 
gamated and  it  has  therefore  been  caught.  It  may  contain  particles  of  pyrites 
including  minute  specks  of  gold  which  are  amalgamated  and  caught  as  above. 
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It  may  contain  simply  enclosed  within  it,  black  sand,  magnetite,  etc.,  cast  iron 
and  graphitic  particles  from  the  wear  of  the  mill.  All  of  these  substances  make 
the  amalgam  impure  and  would  bring  down  the  fineness  of  the  gold  brick,  or 
carry  gold  into  the  slag  during  the  melting.  The  clean  up  pan  subjects  amalgam 
to  a  grinding  action  which  is  not  severe  enough  to  flour  the  quicksilver,  T)ut 
cracks  the  shells  cff  the  gold  particles  and  uncovers  the  iron,  graphite,  magnetite, 
etc.,  and  yields:  (1)  Clean  amalgam;  (2)  mud.     The  amalgam  is  strained,  re- 


SQj^ 


Fio.  163. — 24-iNcn  clean  up  pan  mabe  by 

E.  P.   ALLIS  C0< 


FIO.  164. — M.  p.  BOSS  CLEAN  UP  PAN,  MADE  BY 
KISDON  IRON  WORKS. 

torted,  melted  to  a  brick.  The  mud  can  be  settled  in  a  tank,  and  when  enough 
of  it  is  had,  sampled,  assayed,  and  if  rich  enough,  shipped  to  smelting  works. 
In  wet  or  dry  silver  mills,  mineral  enclosures  and  partially  amalgamated  particles 
may  also  be  obtained.  The  clean  up  pan  here  also  refines  the  amalgam  as  above. 
This  process  does  not  deal  with  amalgamated  lead  or  copper,  etc.,  which  form 
true  amalgams.  For  the  partial  removal  of  these  impurities,  the  reader  is  re- 
ferred  to  references  on  metallurgy.* 

*  Prerention  of  baae  bullion  due  to  mAn^anese:  Am.  Ingt.  Min.  Eng.^  Vol.  xvu.  (1887),  pp  771,  TTS,  C.  W. 
Qoodole;  Ibid.^  Vol  n.  (1874),  p.  171,  J.  M.  Adams.  Effect  of  manganese  on  bullion:  Bng.  db  Min,  Jour.^  VoL 
ZLIX.  (1800),  p.  130,  A.  D.  Hodf^es,  Jr.  Removal  of  l*»ad  and  copner:  Am.  Inst.  Min.  Eng.^  Vol.  H.  (1888),  pt 
105.  W.  L.  Austin:  Eng.  db  Min.  Jour.,  Vol.  XLIX.  (1890),  p.  84.  L.  Janin,  Jr.;  Berg.  t*.  Butt  ZeiL^YoL  XXV. 
(1871),  p.  29,  L.  Eich;  Bev.  des  Minee,  VoL  XXXI.  (1872^,  p.  489,  Fonseca. 
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Details  of  clean  up  pans  and  their  uses  are  given  in  Table  145.  The  Eisdon 
Iron  Works  make  clean  up  pans  18,  24,  36,  48  and  60  inches  in  diameter.  The 
power  required  for  a  pan  4  feet  in  diameter,  making  30  revolutions  per  minute 
is  li  horse  power.** 


TABLE    145. — CLEAN    UP    PANS. 
AbbreTlatIon8.-In.-iDche8;  LIq.- liquid;  Min. -minute;  No.= 

numlter. 

i 

Diam 
eter. 

Depth. 

Revolu- 
tions 
perMln. 

Qrinders. 

Mercury 
Charged. 

Time  of 
Treating 
Charge. 

Feed. 

Product. 

Destination. 

ITT 

In. 
S4 

80 

60 

68 
88 

80 
80 

Inches. 
18 

16 

18 
18 

18 
18 

80 
84 
80 

SO 
60 

80 
80 

Poimds. 

Hours. 

Foul  amalgam. 

Heayy  sand.  Amalgam 

Amalgam  from  chuck- 

sluloes,  mortar,  old 
shoes,  dies  &  screens. 
Hearv  sands  from 
curtain  and  riffle, 
mercury  traps. 

Foul  M^tyy^gii^  from 
Hluloe  plates. 

Heavy  products  from 
Rowland  riffles,  and 
cleaning  up  amalga- 
mating pans. 

Amalgam      serapingii 

pana 
Heavy  sand  and  amal- 
gam from  pans  and 

Liq.  amal- 
iram.  Mud. 

Liq.  amal- 
flT.im.  Mud. 

Uq.    amal- 

Amalgam. 
Mud.(a) 
Amalsam. 
Mud. 

Amalgam. 
Pulp. 

Mixed. 

m 

Two  drag- 
stones. 

Regular  com* 
binatJon 
pan  shoes. 

4 
8 

Hand  pan. 

Mud  flashed 
off. 

RetortSL 

66 

800 

to  700 

ffll 

Hand  pan. 
Strainnrs. 

88 

84 

8 

8etUers. 
Settiera. 

(a)  This  mud  is  sampled;  if  rich  enough  it  goes  to  smelter,  otherwise  bade  to  battery. 
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Orist  Mill  ob  Buhestone  Mill. 

§218.  The  Grist  mill   (see  Fig.   165),  is  called  Buhrstone  mill  when  the 
French  rough,  silicious  stones  are  used.     It  consists  of  two  horizontal  stone  discs 

AB,  of  which  either  the 
upper  A  or  the  lower 
B  revolves  concentrically 
against  the  other  sta- 
tionary disc.  In  Fig. 
165  it  is  the  upper  disc 
which  revolves,  being 
driven  from  the  shaft 
F  by  the  horizontal  arms 
O.  The  material  to  be 
ground  is  fed  through  a 
hole  D  in  the  center  of 
the  upper  disc  and  pass- 
ing outward  between  the 
stones,  is  ground  during 
the  passage  and  die- 
charged  at  the  circum- 
ference E.  The  material 
is  pulverized  by  a  true 
grinding  action. 

Holmes  &  Blanchard 
of     Boston,     who     have 
made  a  specialty  of  this  mill,  make  nine  sizes,  ranging  from  16  to  42  inches  in 


FIG.  165. — half  section  AND  HALF  ELEVATION  OF 
BUHRSTONE  MILL. 
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diameter,  of  French  buhrstones,  requiring  from  1^  to  15  Horse  power  and  revolv- 
ing 450  to  275  times  per  minute  respectively.  Their  42-inch  mill  has  stones  8 
inches  thick.  The  eye  D  in  the  upper  stone  is  8  to  10  inches  in  diameter.  Six- 
teen to  twenty  main  furrows,  with 
about  two  branch  furrows  each, 
are  cut  in  the  two  grinding  sur- 
faces, oblique  to  the  radius,  run- 
ning from  the  eye  to  the  circum- 
ference (see  Fig.  166).  The 
outer  part  of  the  furrows,  lagging 
behind  the  inner  part,  causes  the 
particles  to  be  drawn  outward 
and  ground  as  previously  de- 
scribed under  amalgamating  pans, 
§  211.  They  are  i  to  J  inch  deep 
and  2  to  3^  inches  wide,  deepest 
at  the  edge  which  first  reaches 
the  particle  and  tapering  to  no 
depth  at  all  at  the  other  edge. 
These  mills  revolving  400  to  425 
times  per  minute,  grind  24  to  36 
tons  in  24  hours  to  60  mesh.  In- 
stances are  given  of  1^  tons  of 
hard  white  quartz  per  hour  to  60 
mesh  by  a  42-inch  mill  running  at  340  revolutions ;  another  of  1^  tons  of  hard 
phosphate  per  hour.  The  stones  require  dressing  every  10  to  14  days.  For 
wet  grinding  of  hard  substances  they  will  wear  18  to  20  months;  on  soft  ores 
they  may  last  ten  years. 

R.  Hunt  says  a  mill  4  feet  in  diameter,  making  100  revolutions  per  minute, 
grinds  5,376  pounds  from  10  mesh  through  60  mesh  in  24  hours.  Sahlin  gives 
9  tons  per  twenty-four  hours  as  the  capacity  of  a  Buhrstone  in  grinding  talc, 
using  20  horse  power.  The  stones  last  two  to  three  years  and  are  dressed  every 
two  weeks. 

The  mill  is  driven  by  pulley,  horizontal  shaft,  beveled  gears  and  vertical 
shaft,  which,  when  driving  the  upper  stone,  passes  up  through  the  lower  mill 
stone  and  is  attached  to  the  eye  of  the  upper  by  radial  arms  upon  the  shaft  and 
gaps  cut  in  the  stone,  or  when  driving  the  lower  stone,  is  attached  to  it  by  arms 
and  lugs,  and  notches  in  it.  Granite  stones  are  used  for  softer  substances.  The 
mill  works  well  on  soft  substances.  The  proper  size  of  feed  is  about  \  inch  in 
diameter. 


FIQ.    166. — FURROWS  ON   THE   FACE  OF   A 
BUHRSTONE. 


The  Rock  Emert  Mill. 


§  219.  This  mill  made  by  the  Sturtevant  Mill  Co.,  works  upon  the  same 
principle  as  a  Buhrstone,  but  it  uses  emery  instead  of  quartz,  as  the  material  to 
withstand  the  wear.  The  millstones  are  mounted  to  run  either  horizontally  or 
vertically.    A  vertical  mill  is  shown  in  Fig.  167. 

It  is  well  known  that  the  skirt  or  outer  margin  of  buhrstones  wears  faster 
than  the  eye.  These  stones  correct  that  difficulty  by  having  an  eye  of  buhrstone 
and  a  skirt  of  emery  (see  Fig.  168).  This  emery  millstone  is  prepared  with  an 
iron  cup  or  shell  into  which  are  placed  large  blocks  of  emery  which  are  laid  as 
a  skirt  around  an  eye  of  buhrstone,  and  slabs  of  sandstone  on  edge  are  placed  in 
positions  through  the  emery  skirt  corresponding  to  the  furrows  of  the  buhrstone ; 
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then  the  melted  metal  (zinc,  bronze  or  iron)  is  poured  around  the  blocks  of  emery 
and  sandstone,  fastening  them  firmly  in  their  places.  Such  metal  filling  is  used 
as  is  best  adapted  to  the  class  of  grinding  required.  These  millstones  need 
but  little  dressing,  the  furrows  are  easily  opened  because  they  are  made  of  softer 
material  than  the  rest. 


FIG.   167. — SECTION  OF  VERTICAL  ROCK  EMERY  MILL  WITH  MILLSTONES 
AND  PULLEY  REMOVED. 


Rock  emery  millstones  are  run,  as  before  stated,  in  vertical  or  horizontal  mills. 
The  stones  set  to  run  vertically  have  a  horizontal  shaft  and  the  stones  set  to  run 

horizontally  have  a  vertical  shaft. 
The  horizontal  mill  is  driven  by  a 
horizontal  pulley  on  the  vertical 
shaft  below  the  millstone. 

Rock  emery  millstones  are  con- 
structed in  four  sizes,  36,  42,  48  and 
54  inches,  to  fit  any  grist  mill  frame, 
either  as  upper  or  under  runners; 
but  the  manufacturers  make  the 
horizontal  mills  only  as  under  run- 
ners with  42-inch  millstones.  Their 
running  stone  is  firmly  secured  to 
the  vertical  shaft  and  the  face  of 
the  upper  stone  is  held  automatical- 
ly in  exact  parallelism  with  the  face 
of  the  running  stone.  Details  of 
horizontal  mills  using  rock  emery 
millstones  are  given  in  Table  146. 
For  a  42-inch  mill  the  stones  cost 
$200  per  pair  and  last  about  one 
year.  The  mill  does  not  require  any 
other  repairs  to  speak  of. 
Where  the  millstones  are  set  vertically,  one  stone  only  revolves.  This  is 
pressed  against  the  stationary  stone  by  a  regulating  screw.  Vertical  mills  are 
made  in  four  sizes.     Of  these,  the  figures  on  16-inch  and  30-inch  mills  are  given 


FIG.    168. — ROCK   EMERY   MILLSTONE. 
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Diameter 
of  8toDe. 


Revolutionfl 
per  Minute. 


Material  Crushed. 


SlaeoT 
Feed. 


Size  of 

CaiMMsity  per 

OruahedRock. 

aSfHodrT 

Mesh. 

Tons. 

60 

80 

60 

84 

00 

18 

00 

48 

60 

86 

M 

Hurse 
Power. 


48 


400 
400 
400 
800 
800 
80O 
180  ( 
160  f 


Phosphate  rock. . 
Portland  cement. 

Hard  rock 

Phosphate  rock.. 
Portland  cement. 
Hard  rock 


Inches. 


it 


19 
18 
18 
80 
80 
80 


From  H  to  i  IcfH*  caiMusity  than  4S-lnch  under  runners,  and  use  80  to  80  horse  power. 


in  the  Table  147.  The  figures  for  the  20-  and  24-iiich  sizes  range  between  these. 
The  stones  for  vertical  mills  cost  from  $60  to  $125  per  pair  and  wear  from  eight 
months  to  two  years. 

TABLE    147. — ^VERTICAL    MILLS. 


Diameter 

RerolntioDS 

of  Stone. 

per  Minute. 

Inches. 

16 

1,000 

16 

1,000 

16 

1,000 

80 

660 

80 

660 

80 

660 

80 

660 

Material  Crushed. 


Size  of 
Feed. 


Size  of 

Capacity  per 

Cnished  Rock. 

sIlHours. 

Mesh. 

Tons. 

100 

4.8 

100 

8.6 

60 

4.6 

60 

72 

60 

48  to  78 

100 

24 

60 

60 

Horse 
Power. 


Litharice 

Plumbago 

Marble 

Qvpeum 

Phosphate 

Iron  oxide 

Sulphate  of  soda 


Inches. 


8 
6 
8 
85 
26 
25 
26 


Emery  millstones  running  vertically  can  be  nin  at  high  speed  and  are  rapid 
fine  grinders  of  moderately  hard  materials;  but  millstones  running  horizontally 
are  capable  of  reducing  much  harder  rock  and  crush  finer  than  the  vertical  mills, 
but  not  so  rapidly. 

The  machine  is  adapted  for  crushing  1  to  ^^  inch  grains  down  to  60  to  100 
mesh.  The  finer  the  product  desired,  the  smaller  should  be  the  grains  fed  for 
rapid  work. 

CuMMiNGs  Ore  Granulating  Mill. 

§  220.  This  is  a  vertical  disc  concentric  grinder.  An  annular  disc  36  inches 
in  diameter,  making  1,000  revolutions  per  minute  on  a  horizontal  shaft,  pressed 
against  a  stationary  annular  disc  within  ^  to  f  inch  of  it,  reduces  IJ-  to  2-inch 
cubes  down  to  ^V  i^ch  diameter,  the  wear  being  taken  up  by  a  feed  screw.  Both 
discs  have  furrows  dressed  on  them,  similar  to  those  of  a  Buhrstone  mill.  The 
ore  is  fed  by  a  hopper  through  the  stationary  disc  and  discharges-  all  around  be- 
tween the  discs.  A  smaller  mill  crushed  1-inch  cubes  of  cement  clinker  to  wheat 
size  at  the  rate  of  20  tons  per  hour,  consuming  50  horse  power.  The  cost  of  re- 
newals of  wearing  plates  was  $10  per  month. 

''KEGELMteLE,''   CONE  MiLL  OR   COFFEE  MiLL. 

§  221.  This  mill  (see  Figs.  169a  and  16P&),  has  been  for  many  years  a  stand- 
ard machine  in  Europe  for  grinding  coal.  It  ccnrists  of  a  fixed,  open,  cylindrical 
ring  ^  as  a  die,  and  a  closed  conical  ring  /  revolving  concentrically  within  it,  as 
the  grinding  shoe.  The  axes  of  cylinder  and  cone  are  both  vertical ;  the  annular 
space  narrows  downward.  Upon  both  surfaces  are  placed  cutting  knives  or 
teeth  yz,  which  preferably  slope  downward  and  forward  in  the  direction  of  revolu- 
tion on  the  shoe,  and  downward  and  backward  on  the  die.  This  provision  is 
to  prevent  choking  of  the  machine  demanding  excess  of  power  and  packing  of 
the  channels  between  the  cutters,  which  might  stop  the  grinding  altogether. 

The  vertical  diaft  s  is  hung  in  a  step  below  and  a  bearing  above,  and  is  driven 
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by  bevel  gears^  horizontal  shaft  and  belt  pulley.  The  cylinder  is  42  inches  inside 
diameter  and  18  inches  high.  The  cone  is  39  inches  in  diameter  below  and  24 
inches  at  the  top.  The  cutting  knives  or  teeth  are  of  five  different  lengths,  all 
reaching  the  bottom,  but  extending  up  different  distances  according  to  their 
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lengths.  They  project  out  2}  inches  at  the  top  and  taper  down  to  0.4  inch  at 
the  bottom.  Both  of  these  provisions  facilitate  the  reception  of  the  larger  lumps 
at  the  top  and  the  grinding  of  the  smaller  at  the  bottom.  To  complete  the 
grinding,  the  annular  space  is  prolonged  4  J  inches  with  rings  gz  having  fine  cor- 
rugated surfaces  which  take  the  hardest  wear  and  are  therefore,  replaceable. 
The  step  below  has  a  vertical  adjustment  for  taking  up  wear  and  regulating  size 
of  product. 

The  machine  is  not  adapted  to  crushing  hard  substances  as  the  wear  is  exces- 
sive, but  has  been  found  advantageous  for  coal.  A  SJ-foot  mill,  running  at  12 
to  16  revolutions  per  minute,  crushes  soft  coal  from  6  inches  diameter  down  to 
i  inch  diameter  at  the  rate  of  184  tons  per  24  hours,  using  3  horse  power.  The 
corrugated  rings  last  8  to  14  days.  The  shoes  and  dies  above  last  3  to  6  months. 
The  machine  can  be  run  wet  or  dry. 

Sample  Orindeb. 

§  222.  This  is  a  cone  mill  (see  Fig.  170),  capable  of  receiving  lumps  of  1  inch 
diameter  and  of  grinding  them  down  to  |  to  ^  inch  in  diameter  or  even  less 

by  one  passage  through  the  milL  The 
coarser  the  finished  product,  the  more  rapid 
is  the  work. 

The  vertical  shaft  is  driven  by  beveled 
gears  and  pulley  below,  and  stands  upon  a 
movable  step  which  is  raised  by  a  lever  and 
hand  screw,  giving  a  quick  adjustment  of 
size  of  space  between  the  revolving  cone  or 
shoe  and  the  fixed  ring  or  die,  and,  there- 
fore, of  the  size  of  crushed  grain.  The 
coarser  crushing  is  done  by  slight  corruga- 
tions or  teeth  upon  the  upper  parts  of  the 
shoe  and  die,  while  the  lower  parts  are  smooth 
and  complete  the  crushing  by  a  simple  grind* 
ing  action.  It  is  usual  to  put  the  sample 
Pio.  170. sample  gbinder.         throueh  several  times,  setting  the  surfaces 
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closer  each  time,  and  sifting  out  the  fine  ore  after  each  passage.  The  hopper, 
the  die  and  shoe  can  be  taken  out  and  cleaned  at  a  moment's  notice  before 
charing  a  new  batch.  With  some  ores  this  cleaning  is  best  done  by  grinding 
clean  quartz  in  the  mill. 

The  capacity  is  small  as  it  is  only  intended  for  laboratory  samples,  but  it  is 
an  extremely  handy  little  mill  for  its  purpose. 

This  mill  is  figured  and  described  in  the  catalogues  of  most  of  the  manufac- 
turers of  mill  machinery.  As  made  by  Fraser  &  Chalmers,  it  requires  3  horse 
power;  the  cone  revolves  150  times  per  minute;  the  total  weight  is  500  pounds. 

The  following  sizing  test*  of  chalcopyrite  and  calcite  ground  by  a  sample 
grinder  to  pass  through  a  20-mesh  screen  shows  the  quality  of  its  work:  On 
20  mesh  (over  0.86  mm.),  1.2%;  through  20  on  24  mesh  (0.85-0.708  mm.), 
1.4%  ;  through  24  on  30  mesh  (0.708-0.535  mm.),  5.5%  ;  through  30  on  40  mesh 
(0.635-0.374  mm.),  13.3% ;  through  40  on  50  mesh  (0.374-0.279  mm.),  10.0% ; 
through  50  on  60  mesh  (0.279-0.232  mm.),  9.4%  ;  through  60  on  70  mesh  (0.232- 
0.197  nun.),  4.1%;  through  70  on  80  mesh  (0.197-0.171  mm.),  1.6%;  through 
80  on  90  mesh  (0.171-0.155  mm.),  5.3%;  through  90  on  100  mesh  (0.155- 
0.139  nun.),  6.6% ;  through  100  on  120  mesh  (0.139-0.110  mm.),  2.1% ;  through 
120  on  150  mesh  (0.110-0.093  nun.),  3.2%;  through  150  mesh  (0.093  mm.-O), 
36.3%;  total,  100.0%. 

Hebebli  Mill. 

§  223.  This  machine  crushes  by  the  grinding  action  of  two  revolving,  vertical 
discs  that  are  placed  edcentric  to  each  other.  Its  chief  field  is  grinding  jig 
middlings. 

As  used  in  this  country  the  discs  are  of  cast  steel  and  are  30  inches  in  diameter 
4  inches  thick  with  the  center  part  made  cellular  to  help  it  wear  ahead  of  the 
periphery.  These  discs  are  mounted  upon  flanges  of  the  same  diameter,  and 
they  upon  horizontal  shafts  with  two  boxes  and  one  pulley  each,  the  one  slightly 
eccentric  to  the  other,  adjusted  by  sliding  the  boxes  of  one  of  the  shafts.  The 
pair  of  discs  are  housed  in  a  sheet  iron  housing  with  a  delivery  spout  below.  The 
discs  are  driven  at  varying  speeds,  sometimes  in  the  same  and  sometimes  in 
opposite  directions.  The  ore,  of  the  size  of  peas  or  wheat,  is  fed  with  water 
through  the  center  of  one  of  the  shafts  by  a  worm  feeder.  The  ground  ore  comes 
out  at  the  periphery  from  between  the  discs. 

The  pressure  for  crushing  and  also  the  movement  to  take  up  wear  of  the  discs, 
are  both  obtained  by  the  use  of  a  rack  pressing  against  the  end  of  the  solid  shaft, 
driven  by  a  pinion,  a  drum,  a  chain,  and  a  heavy  weight.  This  gives  a  con- 
stant pressure  of  any  desired  amount 

Fraser  ft  Chalmers  make  a  Heberli  mill  (see  Figs.  171a  and  171&),  which 
varies  slightly  from  the  preceding.  The  worm  feeder  is  omitted  and  the  rack 
and  pinion  are  replaced  by  a  rubber  spring.  The  figures  show  the  two  discs 
without  any  eccentricity,  but  they  are  given  a  small  eccentricity  before  starting 
to  grind. 

Mill  44  uses  two  Heberli  mills  fed  with  jig  middlings  -^  inch  to  0  in 
size,  consisting  of  copper  bearing  conglomerate  rock.  The  mills  reduce  this 
stuff  to  about  -jV-ii^ch  maximum  grain,  guided  by  a  testing  hand  sieve.  The 
best  combination  of  tiie  many  tried  was  to  drive  one  shaft  forward  300  revolu- 
tions per  minute,  the  other  backward  at  60,  by  open  and  crossed  belts  respectively, 
and  to  use  an  eccentricity  of  1  inch.  They  are  fed  by  large  hopper  and  bucket 
elevators  delivering  to  the  screw  feeder.  The  capacity  of  each  is  33  tons  in  22 
hours. ■  .   .■   ■ 

*  Oourtenay  de  Kallk,  private  communicatloiL 
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§  223 


At  Mill  42,  the  Heberli  mill  has  been  tested  against  rolls  for  crushing  jig 
middlings,  showing  marked  advantage  in  favor  of  rolls.  The  capacity  of  rolls 
is  greater  and  the  cost  is  less.  A  pair  of  22 X  16-inch  rolls  is  used.  Shells  cost 
4  cents  per  pound  and  last  one  month.    The  Heberli  discs  weigh  500  pounds  per 


m ^^ . 


£  ^ 
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pair;  cost  10  cents  per  pound  and  last  16  days.     The  rolls  require  10  horse  power 
and  the  Heberli  mills  13  horse  power  each. 

Fraser  &  Chalmers*  give  sizing  tests  on  the  ground  conglomerate  jig  mid- 


*  Private  oommimicatlon. 
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dlings  as  follows:    The  wear  of  steel  was  4  pounds  per  ton  of  pulp  ground. 


Calumet  Mill. 

HeclaMiU. 

OnlOmesh 

Through  10  oD   16  mesh... 
Through  16on  80    **     ... 
Tbroughaooo  00    •'     ... 
Through 00 OD 100    ••     ... 
Hirough  100  nwffht  ••■■(... 

06.8 
».8 

e.o 

t.8 
fi.O 

40.6 

SO.l 

6.9 

6.8 

16.4 

100.0 

100.0 

These  mills  find  favor  in  Mill  44  partly  on  account  of  their  capacity  and  com- 
pactness, but  chiefly  on  account  of  their  ability  to  crush  and  prepare  the  native 
copper  in  this  difficult  product  for  jigging. 

The  parent  form  used  in  Germany  drives  but  one  disc,  the  other  runs  in  the 
same  direction  by  friction.  These  machines  have  springs,  screws  and  hand 
wheels  for  setting  up  the  pressure.  The  center  parts  of  botii  discs  have  a  line 
of  pockets  arranged  spirally  from  the  center,  to  advance  the  ore  and  to  enable 
the  center  to  wear  in  advance  of  the  periphery.  These  also  cause  a  suction  which 
enables  the  machine  to  be  run  without  a  worm  feed.  A  machine  at  Amroeberg, 
Sweden,*'  treating  galena  and  blende  finely  disseminated  in  quartz  and  horn- 
blende, with  discs  revolving  300  times  per  minute,  crushes  30,624  pounds 
( 13,920  kilos)  per  24  hours,  from  4  to  2  mm.  down  to  1  mm.  Twelve  steel  discs 
in  396  twelve-hour  shifts,  wearing  from  264  pounds  (120  kilos)  each  new  to  30.8 
pounds  (14  kilos)  old,  crushed  6,063,552  pounds  (2,756,160  kilos)  of  ore,  cor- 
responding to:  0.5223  kilo  gross  of  steel  worn  per  1000  kilos  ore  ground,  (1.044 
pounds  per  2,000  pound  ton) ,  and  0.4614  kilo  net  of  steel  worn  per  1000  kilos  ore 
ground  (0.922  pounds  per  2,000  pound  ton).  Repeated  experiments  show  about 
J  to  1  inch  (20  to  25  mm.)  to  be  the  best  eccentricity.  Water  used  is  about 
5^  gallons  (20  liters)  per  minute. 

The  power  required  at  Przibram*  for  a  two  disc  mill  is  2^  to  5  horse  power. 
This  will  crush  the  following  quantities  per  24  hours:  21,120  pounds  (9,600 
kilos)  from  4  mm.  to  2  mm. ;  10,032  pounds  (4,560  kilos)  from  6  mm.  to  2  mm. ; 
8,976  pounds  (4,080  kilos)  from  9  mm.  to  2  mm. 

Linkenbach  describes  another  form  with  three  discs,  one  large  disc  74.8  inches 
(1.9  m.)  diameter,  revolving  twice  per  minute,  and  two  small  discs  about  27.9 
inches  (708  mm.)  diameter,  revolving  250  to  300  times.  This  form  is  sometimes 
mounted  double  with  the  pressure  of  one  opposed  by  the  pressure  of  the  other. 
This  six  disc  mill  uses  21  metric  horse  power  or  5^  for  a  single  disc.  Capacity, 
power  and  water  for  the  three  disc  mills  are  about  double  that  required  for  two 
disc  mills. 

At  Ammeberg,  Sweden,  where  the  ore  is  galena  and  blende,  finely  disseminated 
in  quartz,  this  three  disc  machine  crushes  2,200  pounds  (1,000  kilos)  per  hour, 
and  in  318  twelve-hour  shifts,  crushed  8,395,200  pounds  (3,816,000  kilos). 
The  large  steel  disc  wore  from  1,373  pounds  (624  kilos)  down  to  101.2  pounds 
(46  kilos)  and  ten  small  steel  discs  wore  each  from  198  pounds  (90  kilos)  to  22 
pounds  (10  kilos),  giving  0.788  gross,  or  0.733  net  pounds  worn  per  ton  of 
2,000  pounds.  Usinp  discs  cast  from  scrap,  the  wear  was  0.826  pounds  per  ton 
gross  and  0.749  pounds  net. 

The  power  required  at  Przibramf  for  a  three  disc  mill  is  given  in  Table  148. 

James  Booardus  Eccentric  Mill. 

§  224.  This  mill,  invented  in  1832,  consists  of  two  circular,  horizontal  grind- 
ing plates,  the  lower  attached  by  a  flange  to  a  vertical  driving  shaft,  the  upper 

•  Bmv-  u.  BUtt  Ja*r6.,  VoL  XXXI.  (1883),  p.  907.    ilbid. 
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TABLS  148. — POWER  FOB  A  THREB  DISC  HEBERLI  MILL. 


§  225 


Horao  Power 
Used. 

Capacity  per  94  hours. 

Siseof 
Feed. 

SiBBOf 

Product; 

5to8 
6to8 
6to8 

Pounds.         Kilos 
68,060            96,400 
81,680            14,400 
96,400            19,000 

Mm. 

4 
6 
9 

Mm. 
9 
9 
9 

placed  eccentric  with  the  lower,  running  in  a  bearing  in  the  cover  of  the  mill, 
«nd  driven  by  the  friction  with  the  lower  plate.  Power  is  applied  either  by 
pulley  on  the  vertical  shaft  or  by  pulley  on  a  horizontal  shaft  with  bevelled  gears 
transmitting  to  the  vertical  shaft. 

The  mill  has  the  advantage  over  concentric  mills  that  no  two  parts  can  come 
in  contact  consecutively,  and  hence  the  plates  will  wear  evenly.  The  eccentricity 
^Iso  causes  an  even  feeding,  crushing  and  discharging  of  the  particles.  The 
eccentricity  when  grooved  plates  are  used,  causes  also  cutting  action  upon  the 
material  to  be  crushed. 

The  mill  is  made  with  a  variety  of  grooved  or  smooth  plates,  according  to  the 
work  to  be  done.  The  mill  is  fed  through  a  hole  in  the  upper  plate  and  dis- 
charges at  the  periphery  of  the  plate.  Pressure  is  maintained  by  a  weight  and 
levers  acting  upon  the  bottom  of  the  vertical  shaft.  It  is  used  for  grinding  fer- 
tilizers, drugs,  etc.  There  are  five  sizes,  numbered  from  2  to  6  inclusive.  No. 
2  takes  3  horse  power  and  No.  5,  8  horse  power.  No.  2  is  run  from  300  to  800 
revolutions  per  minute  and  crushes  from  2  to  8  tons  of  bones,  fire  brick  or  clay 
in  10  hours. 

Ball  Mills. 

§  225.  The  Bruokneb  Ball  Mill  was  the  parent  form  of  the  Griison  ball 
mill  and  consisted  of  a  cylinder  revolving  on  a  horizontal  axis  with  die  plates 
around  the  circumference.  The  ore  ground  by  balls,  passed  out  through  the 
spaces  between  the  die  plates  and  fell  upon  a  screen  surrounding  the  cylinder. 
The  oversize  of  this  screen  was  carried  back  to  the  feed  spout  by  spiral  end  ele- 
vators while  the  undersize  was  discharged  into  the  bin. 

The  GRtJSON  Ball  Mill*  (see  Figs.  172a  and  1726),  is  a  cylindrical  mill 
revolving  on  a  horizontal  axis.  Inside  it  are  many  chilled  iron  or  steel  balls  of 
different  sizes.  The  ore  is  ground  by  the  attrition  of  the  balls  against  each  other 
and  against  the  die  ring.  The  die  ring  is  composed  of  five  perforated,  spiral, 
chilled  iron  plates  arranged  so  that  each  laps  the  next,  which  by  forming  steps, 
give  the  balls  a  drop  from  one  to  the  next,  and  furnish  a  space  beneath  the  step 
for  the  return  of  the  oversize  of  the  outer  screens.  Outside  the  die  plate  is  a 
coarse  perforated  screen  to  take  the  wear,  in  fiv^  parts  with  spaces  between,  and 
again,  outside  that  is  a  fine  gauze  screen.  A  deflector  or  shovel  is  placed  at  the 
end  of  each  section  of  fine  screen  to  convey  on  its  upward  journey  the  oversize 
of  the  screens  back  into  the  grinding  space.  The  ore  is  fed  through  a  hopper  at 
one  end  and  is  discharged  through  the  screens.  The  cylinder  is  enclosed  in  a. 
plate  iron  housing  with  a  discharge  spout  below.  The  mill  is  driven  by  gear, 
and  pinion  \vjth  tight  and  loose  pulleys.  The  mill  can  be  run  wet  or  dry  and  is' 
suitable  for  fine  grinding  of  cements,  fertilizers,  clays  and  soft  ores.  With  hard 
ores  the  quartz  grinds  the  balls  too  much.  It  is  fed  with  egg  size.  There  are 
eight  sizes  of  mills  of  which  three  are  given  in  Table  149. 

*  This,' Id  its  latest  tmproTed  form,  is  called  the  Krupp  ball  mill  and  is  mantifactiirel  by  FHed<  Krapp< 
OiHsonwerk. 
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FIG.    172a. — LONGITUDINAL  SECTION   OF.GBUSON 
BALL  MILL. 


a.  Die  ring. 

b.  Side  plates. 

c.  Course  RcreeiL 

d.  Fine  screen. 


e.  Discharge  spout. 

f.  Deflector  or  8ho%^el. 

g.  Back  defle(^tiiig  holes 

in  coarse  screen. 


FIG.  1726. — ^END  SECTION  OF 
GRi^SON    BALL    MILL. 

h.  Feed  hopper, 
ill.  Manhole. 
k.  Dust  pijpe. 


TABLB    149. — GRIJSON    BALL   MILL. 


Diam- 
eter. 


Meters. 
.MO 

i.no 

1.880 


Reyo- 
lutions 

per 
Minute 


Total 
Weight.a 


45 

ao 

S6 


Balls. 


KUoe. 
15 
45 
100 
100 
100 
217 
217 
217 


Diam- 
eter. 


Mm. 
40) 
80' 

100 

115  - 

125 

100 

115 

125 


Horse 
Power 
Used. 


■^  toS 
Otoll 


Capaciry  per  24  Hour*. 


On  Coarse  Work. 


Kilos. 

1,6S0  of  copper  ore  to  15 
mesh. 

14,400  of  brick  bats  tiQ  20 
mesli. 

12,720  of  gold  ores  to  40 
mesh. 


On  Fine  Work. 


Kilos. 

840  of  chrome  iron  ore  to  130 
mesh.  '■'■ 

l.fiSO  of  emyenr  todKK)  mesh. 
10,800  of  chrome  iron  ore  to  130 


(a)  No.  0  has  00  kilos.  No.  2  has  800,  and  No.  4  has  650  divided  as  shown,  as  mixed  sixes  do  better  than  one 
riaeonly.  ■if:' 

The  wear  of  balls  from  grinding  102,400  barrels  of  cement  was  1,345  kilos.  As- 
Burning  a  barrel  to  weight  415  pounds,  this  gives  0.139  pounds  of  metal  worn 
off  the  balls  per  ton  crushed.     The  end  plates  last  18  months. 

The  Jenisch  Ball  Mill  is  similar  to  th^  Griison  and  is  used  by  the  Common- 
wealth Mining  and  Milling  Co.  at  Pearce,  Arizona,  for  grinding  gold  and  silver 
ore  preparatory  to  pan  amalgamation.  The  plant  consists  of  three  No.  5  ma- 
chines having  cylinders  2,210  mm.  in  diameter  and  1,030  mm.  long,  and  one 
No.  2  machine  having  a  cylinder  1,640  mm.  in  diameter  and  800  mm.  long- 
The  capacity  of  the  whole  plant  is  about  80  tons  in  24  hours,  the  No.  5  machines 
grinding  about  23  tons  each  in  24  hours.  The  size  of  the  material  fed  is  about 
3  to  4  inches  in  diameter;  the  product  passes  through  a  40-mesh  screen.  One 
man  is  required  to  tend  the  four  machines.    The  power  is  estimated  at  5  horse 
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power  for  the  No.  2  machine  and  12  horse  power  for  the  No.  5  machine.  The 
pulp  is  much  more  uniform  than  that  from  a  stamp  mill.  The  machines  have 
not  Jbeen  running  long  enough  to  estimate  wear,  but  it  is  thought  from  present 
indications  that  it  will  be  low. 

Thb  Dodob  Improved  Pulverizer. 

§  226.  This  is  a  hexagonal  barrel  revolving  on  a  horizontal  axis.  The  arrange- 
ment of  the  perforated  die  plates  and  screens  is  similar  to  the  Griison  Ball  Mill, 
except  that  it  has  but  one  thickness  of  screen  outside  the  die.  Within  it  are 
plac^  steel  balls  of  15  and  30  pounds  weight  and  pieces  of  quartz,  or  the  former 
only.  It  is  used  for  wet  or  dry  crushing  and  the  results  are  similar  to  stamp 
mill  work,  as  shown  by  Table  150  and  the  following  sizing  test  from  Wagoner.'" 

TABLE   150. — ^DODOB  IMPROVED  PULVERIZER. 


Bin  of 
MUL 

Mfimira.^ 

Hone 
Power. 

per  Minute. 

0 

1 
9 

Tons. 
40  to  60 
flOto40 
10  to  SO 

16 
10 

S 

18 

m 
at 

(o)  Depeiiding  on  tlie  alie  of 


Quarts  OiMhed 

QuATU  Crualied 

Quarts  Cniflied 

Throi«hflOon  94  medi 

"       «4  "    80     »»     

"       80  -    85     "     

••       85  •*    BO     »*     

••       50  ••    60     "     

-  60  »'  100     •'     

-  100  »  180     •*     

••      IflO  **  150     ••     

•'      ISOiDflih 

^0 
.0 
.0 
85.6 
8.0 
18.6 
7.6 
10.0 
96.5 

10.9 
0.8 
18.6 

l:S 

4.6 
4.6 

88.0 

10.00 
88.85 
11.75 
17.50 
6.60 
T.85 
6.85 
8.75 
6.75 

100.0 

100.0 

100.00 

This  mill  is  modified  for  treating  cement  gravel  in  such  a  way  that  it  is  dia- 
integrated  without  breaking  the  pebbles,  which  pass  out  through  the  hollow 
trunnion. 

Tu8TiN*8  Rotating  Pulverizing  Mill. 

§  227.  This  consists  of  a  revolving  die  ring  or  tire  11,  with  horizontal  axis  in 
which  are  screening  slots  (see  Figs.  173a  and  1736).  Within  it  are  two  loose 
cylindrical  rollers  10,  which  crush  the  ore  by  their  weight.  Outside  of  the  die 
ring  is  the  fine  screen  14,  which  limits  the  size  of  crushing.  Two  sizes  are  made 
(see  Table  151). 

TABLE   161. — TUBTIN'S   MILL. 


Die  Ring. 

Large  RoUer. 

Small  RoUer. 

CaoaeltT 

Horse 
Power 
Used. 

RetolB- 

Biw. 

iDAlde 
Diameter. 

Ijength. 

Diam- 
eter. 

LeoKth. 

Weight 

Diam- 
eter. 

Length. 

Weight 

perM 
Houni. 

tiooi 

xSMltS. 

SSSS?:: 

Inches. 
64 
40 

Inches. 
18 
14 

Inchee. 

Inches. 
18 
14 

Pounds. 

1,200 

475 

Indies. 
14 
11 

Inches. 
18 
14 

Pounds. 
7B0 
8G0 

Tons. 
IStoM 
4  to  10 

^ 

so 

U 
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The  die  ring  is  3|  inches  thick  and  is  made  in  eight  sections,  of  chilled  cast 
iron  or  steel  and  has  slots  in  it  paraDei  to  the  axis,  V4  inches  X  ^  inch,  widening 


no.  173a. — CROSS  section  op  tustin's  rotary  pulverizing  mill. 

ontwari     The  slots  13  at  the  end  of  each  section  for  returning  the  oversize  of 
the  outer  screen  are  about  1  inch  wide.    The  screen  is  made  in  eight  sections. 


pig.  1736. — SECTION  OP  tustin's  rotary  pulver- 
izing MILL. 

eadi  18X18  inches  for  the  large  size.     The  revolving  part,  consisting  of  the 
die  ring  11  and  end  discs  7,  8,  is  mounted  on  two  hollow  trunnions  or  journals 
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and  has  at  one  end  a  gear  wheel  5  driven  by  pinion  4  and  pulley  1.  Through 
the  gear  trunnion  a  shaft  20  passes  and  on  the  inner  end  is  keyed  an  indicator 
yoke  16  and  on  the  outer  end  an  index  pointer  22.  Through  the  opposite  hollow 
trunnion  a  tube  33  fed  by  hopper  31  and  water  jet  39,  brings  in  the  ore.  A 
water  jet  38  is  played  on  the  outside  of  the  screen  near  the  top  to  clear  it  For 
dry  crushing  the  two  water  jets  are  left  out.  A  plate  iron  housing  40  riveted 
together  encloses  the  whole  machine  and  delivers  the  pulp  in  a  spout  below.  The 
indicator  yoke  16  is  acted  upon  by  the  rollers.  When  the  machine  is  under  fed, 
the  rollers  oscillate  back  and  forth,  which  state  of  things  is  shown  by  the  index 
pointer.  By  placing  a  cam  on  the  pointer,  an  automatic  feeder  may  be  provided. 
Wagoner^"^  gives  the  capacity  of  the  large  mill  as  12  tons  in  24  hours,  crush- 
ing through  a  20-me8h  screen.  He  gives  the  following  sizing  test  of  the  pulp: 
Through  35  on  60  mesh  (0.45  to  0.305  mm.),  58.5%;  through  50  on  60 
mesh  (0.305  to  0.255  mm.),  13.5%;  through  60  on  100  mesh  (0.255  to 
0.175  mm.),  14.5%;  through  100  on  120  mesh  (0.175  to  0.120  mm.),  5.5%; 
through  120  on  150  mesh  (0.120  to  0.075  mm.),  3.0%;  through  150  mesh 
(0.075  mm.  to  0),  5.0%.  The  sizing  test  shows  that  this  machine  ranks  very 
high  as  a  non-sliming  crusher.  The  wear  of  iron  is  about  the  same  as  that  of 
gravity  stamps.  It  is  especially  adapted  to  crushing  gold  ores  where  the  sliming 
of  tellurides  is  to  be  avoided  and  concentration  is  the  chief  method  of  benefici- 
ation. 

Clean  Up  Barrels. 

§  228.  "In  cleaning  up  the  mortars  and  mercury  traps  of  gold  stamp  mills, 
much  valuable  amalgam  is  found  mixed  with  quartz,  iron  and  other  foreign 


FIG.   174. GLEAN  UP  BARREL. 

matter.  These  cleanings,  upon  being  placed  in  the  clean  up  barrel,  with  addi- 
tional quicksilver  and  cast  iron  balls,  are  thoroughly  ground  and  worked,  the 
amalgam  being  taken  up  by  the  quicksilver  and  separated  from  the  waste 
matter."* 

They  work  intermittently,  receiving  a  charge,  grinding  it  for  a  specified  time 
and  later  discharging  it.  They  are  ball  mills  consisting  of  plain  iron  cylinders 
revolving  on  horizontal  axes  (see  Fig.  174).     Heads  canTing  the  trunnions  or 

*  From  oatalo^e  of  Fulton  Engineering  Works. 
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journals  are  bolted  to  the  flanged  ends  of  the  cylinders.  They  are  sometimes 
driven  by  direct  pulleys,  sometimes  by  pinion  and  g^.  They  are  generally 
provided  with  a  manhole  on  one  side  and  a  hand  hole  on  the  other.  Both  are 
closed  by  covers  flush  with  the  inner  surface  of  the  cylinder,  made  tight  with 
rubber  gaskets  and  held  in  place  by  screw  clamps.  Sometimes  one  opening  only 
is  used.  A  few  large  spherical  balls  of  chilled  cast  iroja  are  used.  A  barrel 
requires  2J  horse  power  when  running  at  30  revolutions  per  minute.  Figures 
QpoB  these  ball  niills  are  given  in  Table  152. 

TABLE   152. — GLEAN   UP  BABBBL8. 
Abbreviatioii8.~C.LsCast  iron;  Ftsfeet;  lEusslnches;  Lbs. s pounds;  No.s=Nii]nber. 
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StufT  from  battery 
clean  up  and  mer- 
cury trap. 

See  text. 


See  text., 


Heads  from  carpet 


Amalgamated 
plates. 


86  to  46 
26  to  46 
(A)  24 


(a)  Hard  round  stones,  (b)  Adds  a  little  sulphuric  add  to  'charge,  (c)  Hand  hole,  5  inches  diameter. 
(d)  White  iroD.  (e)  Cast  iron,  4  inches  diameter.  (/)  Elliptical  xnanhole,  16x18  inches;  discharpre  hole,  1^ 
inches  diameter,  (g)  Ii  tiide.  (A)  After  18  hours  add  1  to  l>i  pints  sulphuric  acid ;  after  81  hours  add  mercury 
aad  water,    (t)  With  ends  bolted  in.  ■  ^^ 


In  Mills  65,  73  and  74  the  feed  is  the  bottom  sand  from  the  twelve  stamp 
mortars,  sulphurets  from  the  clean  up  room,  and  unfinishcid  settlings  fr6m  the 
No.  1  settling  tank  of  the  previous  run.  The  charge  is  put  in  with  balls,  and 
about  a  flask  of  mercury  (76^  pounds)  and  with  water  enough  to  cover  over  the 
sand  to  a  depth  of ^  12  inches.    The  doors  are  clamped  and  locked. 

The  discharging  is  done  by  opening  the  manhole  when* on  top.  Water  is  run 
in  with  a  hose  to  flush  out  the  finest  of  the  mud  to  a  csitdi  hopper  beneath.  The 
water  is  then  stopped  and  the  If -inch  hole  at  the  bottom  is  then  opened.  The 
amalgam  and  pulp  are  drawn  off  into  buckets  which  go  to  the  clean  up  room. 
The  catch  hopper  takes  the  overflow  of  these  buckets.  A  man  then  enters  the 
'  barrel,  lifts  out  the  balls,  hoses  out  as  much  fine  pyrite  as  possible  into  Ihe  bucket 
below,  and  finally,  scrapes  out  all  the  scrap  iron. 

The  catch  hopper  is  made  of  wood  and  is  water  and  mercury  tight,  6X5  feet 
area,  with  bottom  sloping  from  three  sides,  the  fourth  side  being  vertical,  and 
the  outlet  at  the  middle  of  the  bottom  of  the  fourth  dide.  The  earlier  run  of 
fine  pulp  goes  directly  to  amalgamated  plates  below,  but  during  the  run  of  heavy 
stuff,  a  spigot  pipe  is  placed  in  this  outlet  and  mercury  is  caught  in  a  kettle 
while  the  water  and  fine  pulp  escapes  by  an  overflow  to  the  amalgamated  plates. 
And  finally,  the  coarser  residue  is  hosed  from  the  catch  hopper  to  the  amal- 
gamated plates.  These  plates  are  two  in  number,  the  firat  12  feet  long  and  1 
foot  wide,  the  second  15  feet  long  and  1  foot  wide.  No.  1  settling  tank  (10X1X2 
feet  deep)  is  placed  at  the  end  of  the  first  plate,  and  No.  2  settling  tank  (16X4 
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X3  feet  deep)  at  the  end  of  the  second.  A  tilting  tail  at  the  end  of  the  first 
plate  is  used  when  fine  pulp  is  passing,  to  bridge  everything  over  to  the  second 
plate  and  thence  to  the  No.  2  settling  tank.  When,  however,  coarse  pulp  is 
being  run  the  tilting  tail  is  elevated  and  the  pulp  traverses  only  the  upper  plate 
and  drops  into  No.  1  settling  tank.  The  amalgam  from  these  plates  goes  to  the 
clean  up  room  and  is  put  with  that  obtained  from  the  clean  up  barreL  The 
coarse  settlings  in  the  No.  1  settling  tank  are  fed  to  the  barrel  in  the  next  fort- 
nightly clean  up.  The  settlings  from  the  No.  2  settling  tank  go  to  the  chloiina- 
tion  plant  and  the  overflow  is  waste. 

The  series  of  buckets  ranging  from  the  first  with  sulphurets  and  amalgam,  to 
the  last  with  scrap  iron,  are  panned  in  the  clean-up  room  in  sinks  arranged  as 
follows  ^  Meretnysink  is  of  cast  iron.  It  is  2|  feet  X  2  feet  X  1^  inches.  This 
is  placed  at  the  left  of  the  operator.  In  front  is  a  wooden  panning  shelf,  5  feet 
long  by  2^  feet  wide  and  with  three  sides,  8  inches  high,  long  enough  for  two 
men  to  pan  at  the  same  time.  The  bottom  slopes  toward  and  discharges  into 
an  iron  tank  5  feet  long  X  2\  feet  wide  X  1^  feet  deep,  at  the  right 

The  process  is  as  follows :  The  contents  of  each  bucket  are  screened  wet  through 
a  gold  pan,  the  bottom  of  which  is  punched  with  round  holes  \  inch  diamet^. 
The  oversize  is  hand  picked,  yielding:  (1)  Scrap  iron  which  is  waste;  (2) 
coarse  rock  to  stamps;  (3)  amalgamated  scrap  copper  which  is  retorted,  melted 
to  a  brick  and  sent  to  smelting  works ;  (4)  gold  nuggets  and  hard  amalgam  which 
are  put  with  soft  amalgam.  The  undersize  from  the  screen  is  caught  in  a  gold 
pan.  It  is  panned,  yielding:  (1)  Soft  amalgam  which  is  strained  wet  through 
strong  drilling  and  yields  hard  amalgam  to  retort  and  quicksilver  to  be  used 
over;  (2)  heavy  sulphurets  to  the  iron  tank  which  yields  heavy  settlings  to  barrel 
in  its  next  run  and  overflow  to  the  second  of  the  series  of  tanks  previously  men- 
tioned. 

This  mill  also  has  a  small  clean  up  barrel  15  inches  in  diameter  and  2  feet 
long  in  which  the  hard  amalgam  scraped  off  the  amalgamated  plates  just  previous 
to  the  fortnightly  clean  up,  is  ground  for  24  hours  with  some  mercury  and 
water  enough  to  make  a  thin  paste.  This  barrel  makes  28  revolutions  per 
minute  and  it  is  discharged  and  the  products  treated  in  the  same  way  as  in  the 
large  barrel. 

Mill  61  treats  battery  residue  in  a  clean  up  barrel  12  hours.  It  is  then  dis- 
charged over  a  gently  sloping  inclined  plane,  30  inches  wide,  upon  tiie  upper  end 
of  which  most  of  the  amalgam  lodges.  Thence  the  pulp  passes  to  a  riffle  sluice 
box,  10  feet  long,  which  catches  nearly  all  the  remainder  of  the  amalgam.  The 
remaining  pulp  is  run  into  a  tank  and  from  here  run  over  the  mill  sluice  plates 
to  catch  any  little  remaining  quicksilver. 

The  economical  importance  of  a  clean  up  barrel  is  frequently  lost  sight  of  in 
a  stamp  mill.  By  its  use  it  is  possible  to  save  a  remarkable  amount  of  gold 
which  would  otherwise  go  to  waste.  Among  the  things  treated  by  it  are:  (1) 
Old  screens  and  pieces  of  scrap  iron  from  the  mortars  which  are  first  allowed  to 
rust  to  pieces;  (2)  old  straining  cloths,  brooms,  chips,  etc.,  which  are  burned 
and  their  ashes  treated ;  (3)  the  sweepings  and  drainings  of  the  mill,  accumulated 
dust,  flue  dust,  etc.  Loring  states  that  many  thousand  dollars  may  be  saved  in 
this  way  around  a  large  plant. 

Alsinq  Cylinder. 

§  229.  This  is  a  cylinder  which  grinds  by  flint  pebbles  and  is  used  for  grind- 
ing talc  after  a  Griffin  mill  or  a  Buhrstone  mill.  It  is  6  feet  in  diameter,  6  to 
10  feet  long,  lined  with  porcelain  brick  and  filled  one-third  full  of  round  flint 
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pebbles,  1}  to  2\  inches  in  diameter.  The  porcelain  lining  for  a  6  X  8-foot 
cylinder,  weighs  2,500  pounds;  costs  3^  cents  per  pound;  lasts  3  to  4  years. 
The  machine  uses  800  nounds  of  pebbles  per  year  which  cost  $21  per  ton.  It 
works  intermittently  and  has  a  manhole  for  charging  and  discharging.  A  charge 
equal  to  800  to  1,600  pounds  is  ground  in  3  to  4  hours  with  the  machine  revoly- 
ing  20  reTolutions  per  minute  and  using  20  horse  power.  The  heat  generated 
is  Tery  great  and  sometimes  causes  pebbles  to  split. 

Fbisbee  Lucop  Mill. 

§  230.  This  mill  (see  Fig.  175),  consists  of  a  stationary  die  ring  or  tire  with 
horizontal  axis.    Two  small  rollers,  loosely  held,  are  driven  by  two  arms  around 


Fia.  175. — CROSS  SECTION  THBOUOH  CENTER  OF  FEI8BEE  LUCOP  KILL. 

AA.  Arm.  CC.  ShelL  FF.  Fan  blades.    H.    Feed  opening.     00,  Discharge. 

BB.  DriTen.      DD.  Discs.  OQ.  Bing.  KK.  Wedge  bolts.      RB.  Rolls. 

inside  the  tire;  their  speed  is  such  that  centrifugal  force  acts  energetically,  doing 
the  work  of  crushing  between  the  rollers  and  the  tire. 

The  machine  is  run  wet  with  two  screen  discs,  one  on  each  side,  or  it  is  run 
dry  with  exhaust  fans,  with  or  without  screens.  A  separate  suction  fan  may  be 
used.  There  are  four  sizes  of  mill :  16,  20,  24  and  30  inches.  The  24-inch  mill 
has  a  die  ring  of  rolled  steel,  24  inches  inside  diameter,  6  inches  face,  and  3  inches 
thick.  Hie  rollers  are  8  inches  diameter,  6  inches  face  and  weigh  80  pounds 
each.  The  centrifugal  force  is  6,400  pounds  when  running  at  300  revolutions 
per  minute,  and  the  mill  grinds  1  ton  of  quartz  or  3  tons  of  soft  material  per 
hour  through  a  60-mesh  screen,  using  15  to  18  horse  power.  The  20-inch  mill 
makes  500  revolutions  per  minute,  grinds  ^  ton  per  hour  through  60  mesh,  using 
8  horse  power.  A  30-inch  wet  mill,  running  at  300  revolutions  per  minute, 
crushes  4  tons  of  New  Jersey  bluestone  rock  per  hour  through  a  40-me8h  screen, 
using  12  horse  power.  Data  on  wear,  water,  and  size  of  feed  are  not  given. 
The  wear  will  probably  take  place  more  on  the  lower  part  of  the  die  ring  than 
on  the  upper,  due  to  the  action  of  gravity.  It  is  claimed  that  the  mill  is  suit- 
able for  quartz  ores  of  all  kinds  where  pulverization  to  40  or  60  mesh  is  needed. 
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The  Griffin  Centrifuqal  Stamp  Mill. 


§  231 


§231.  This  mill  (see  Fig.  176),  consists  of  a  cylindrical  ring  or  die,  30 
inches  inside  diameter,  6  inches  face^  and  2  inches  thicks  with  horizontal  axis 
and  three  corrugated  rolls  or  stamps,  12  inches  diameter,  6  inches  face.    These 


FIG.  176. — gbiffin  centrifugal  stamp  mill  with  front  case  and  screen 

REMOVED. 

stamps  weigh  110  pounds;  are  cast  chrome  steel,  with  2-inch  thick  cylindrical 
shell,  having  a  4-inch  hole  in  the  center  and  a  set  of  eight  teeth  or  stamp  shoes, 
2  inches  long,  2  inches  wide  and  6  inches  face.  The  space  between  the  teeth  or 
shoes  is  about  2f  inches  at  the  outside.  These  stamps  are  mounted  with  a 
loose  fit,  on  loose  shafts,  3  inches  in  diameter  and  about  10  inches  long.  The 
three  shafts  are  mounted  between  two  three-armed  spiders  keyed  to  central  hori- 
zontal driving  shaft,  one  spider  at  each  end  of  the  machine.  The  bearings  are 
so  constructed  that  they  compel  the  shaft  and  its  stamp  to  gyrate  about  the 
main  shaft,  preventing  them  from  lagging  or  hurrying,  allowing  the  stamp  to 
be  forced  out  against  the  die  by  centrifugal  force,  but  preventing  the  stamp  at 
the  top  of  the  revolution  from  tumbling  toward  the  center  when  at  rest  or 
slowly  revolving. 

On  the  discharge  side  are  three  scrapers  riveted  to  the  spider  ring.  The 
scrapers  are  plough  shaped  and  cause  the  pulverized  material,  whether  wet  or 
dry,  to  pass  through  the  screen.  On  the  feed  side  are  three  spouts,  each  one  in 
advance  of  a  stamp,  providing  a  continuous  feed  around  the  whole  circle.  These 
three  spouts  are  fed  by  an  axial  feed  hopper  and  some  form  of  autoinatic  feeder 
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outside.  Th6  screening  surface  is  a  disc  34  inches  diameter  and  is  held  in  place 
by  a  front  case,  closed  all  around^  and  discharging  at  the  bottom.  The  die' 
ring  or  tire  is  held  in  a  shell  of  cast  iron,  having  feet  with  which  to  bolt  it  to  the> 
foundation.  It  is  in  halves  which  are  flanged  and  bolted  together  to  facilitate 
the  removal  of  the  die.  The  central  shaft  of  the  machine  is  driven  by  a  pulley 
and  provided  with  a  fly  wheel;  80  revolutions  of  the  machine  per  minute  gets 
contact  between  the  stamps  and  the  die  at  the  top  of  the  circle.  At  190  revolu- 
tions of  the  pulley,  its  capacity  is  7^  tons  per  hour  of  copper  matte  from  1^  inches 
in  size  to  iV  inch.    It  requires  30  horse  power. 

Edge  Bunnebs. 

§  232.  These  mills,  sometimes  also  called  Edge  stone  mills,  have  vertical  roll- 
ers running  in  a  circular  enclosure  with  a  stone  or  iron  base  or  die.  Of  them 
there  are  two  classes:  (a)  Those  in  which  the  rollers  gyrate  around  a  central 
axis,  rolling  upon  the  die  as  they  go.  The  Chili  mill  is  the  parent  of  mills  of 
this  class,  (b)  Those  in  which  the  enclosure  or  pan  revolves  and  the  rollers 
placed  on  a  fixed  axis  are  in  turn  revolved  by  the  pan. 

The  action  of  the  Edge  runner  combines  true  grinding  or  abrasion  with  true 
rolling  or  pressure.  The  center  of  the  roller  is  rolling  upon  the  fragments 
while  the  two  margins  are  sliding  upon  them;  the  outer  is  sliding  forward,  the 
inner  backward.  The  nearer  the  margin  the  greater  is  the  grinding  action.  It 
can  hardly  be  a  matter  of  doubt  that,  with  light  weight  rollers,  the  rolling  action, 
by  supporting  the  weight  of  the  roller,  impedes  the  grinding,  and  that  a  roller, 
with  the  central  part  cut  away,  would  grind  more  rapidly  than  the  usual  form. 
On  the  other  hand,  with  narrow,  heavy  weight  wheels,  where  the  pressure  per 
square  inch  is  very  high,  the  rolling  action  is  probably  fully  able  to  keep  up  with 
the  grinding.  For  example  T.  A.  Blake  has  reported  that  ne  tripled  the  capacity 
by  making  the  runners  narrower,  thereby  increasing  the  weight  per  square  inch. 

The  Chilian  form  was  originally  used  as  a  coarse  grinder  to  prepare  the  ores 
for  the   arrastra.    The  modem  forms,  however,  have  been  used  as  fine  grinders. 

At  Guanaxuato,  Mexico,  there  is  an  example  of  the  primitive  form,  consisting 
of  a  single  roller  of  iron  or  stone,  rolling  upon  a  journal  on  a  short  horizontal 
arm  attached  to  and  revolving  with  a  vertical  spindle.  This  short  arm  passes 
through  the  spindle  and  forms  the  long  arm  by  which  one  mule  operates  the 
mill.  The  roller  is  5.51  feet  in  diameter,  1.25  feet  face  with  an  iron  tire  4 
inches  thick.  It  rolls  in  an  annular  gutter  1,62  feet  wide,  paved  with  iron. 
The  mill  ground  91J  tons  per  week,  to  pass  through  a  brass  wire  screen,  having 
holes  0.5  or  0.6  inch  diameter,  at  a  cost  of  56.79  cents  per  ton. 

At  the  Haile  gold  mine.  North  Carolina,  a  modern  Chili  mill,  shown  in  Pig. 
177,  was  used.  It  had  two  rollers  each  4  feet  diameter,  8  inches  face,  weighing 
about  one  ton,  with  hard  white-iron  tires,  8  inches  thick.  The  distance  from 
outside  to  outside  of  the  rollers  was  50  inches.  The  central  shaft  made  40 
revolutions  per  minute,  being  driven  by  overhead  beveled  gears  and  horizontal 
pulleys.  Its  capacity  per  24  hours  was  90  tons  of  hard,  tough  quartzite  crushed 
from  i  inch  diameter  through  40  mesh.  A  trommel  was  used  and  the  oversize 
was  returned  by  an  elevator.  Of  soft  ores,  240  tons  per  24  hours  have  been 
crushed.  The  wear  was  12  pounds  of  iron  per  ton  of  ore.  The  quality  of  crush- 
ing is  shown  by  the  following  sizing  test:  On  40  mesh,  8.30%;  through  40  on 
50  mesh,  5.01% ;  through  50  on  60  mesh,  1.09%  ;  through  6*0  on  70  mesh,  3.32%  ; 

through  70  on  80  mesh, % ;  through  80  on  90  mesh,  1.66% ;  through  90 

on  100  mesh,  1.66% ;  through  100  mesh,  78.98%. 

C.  W.  (Joodale  reports  an  experiment  in  Montana  in  crushing  jig  middlings 
through  a  100-mesh  screen.    The  mill  was  8  feet  in  diameter,  had  two  rollers. 
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with  16-inch  face,  weighing  ten  tons  each  and  making  12  leTolutions  per  minute. 
They  crushed  1|  tons  per  hour.  The  speed  of  crushing  was  limited  by  inefficieDt 
discharge. 

The  Edge  runner^  when  grinding  clay,  has  a  die  perforated  with  holes  through 
which  the  crushed  material  is  discharged.  The  holes  are  \  inch  diameter  for 
hard  fireclays  and  larger  for  more  plastic  clays.  The  Edge  runner  is  used  in 
powder  mills,  and  the  rollers  are  held  up  from  contact  with  the  dies  to  avoid 
striking  fire.  In  slow  running  Edge  runners  the  custom  has  sometimes  been 
adopted  of  having  the  rollers  at  different  distances  from  the  center  to  distribute 


FIG.    177. — SECTION  OP  CHILI  MILL. 


the  work  over  a  larger  die.  In  fast  running  machines  this  would  unbalance  the 
machine  and  is  not  therefore  adopted. 

The  E.  P.  Allis  Co.  make  an  Edge  runner  in  which  the  rollers  are  constructed 
on  the  caster  principle  so  that  they  will  adjust  themselves  automatically. 

Chili  mills  with  three  rollers,  made  by  L.  C.  Trent  &  Co.,  are  used  in  Mill  49. 
A  6-foot  mill,  weighing  about  25  tons,  takes  the  ore  which  has  been  crushed  to 
\  inch  by  breakers  and  rolls,  and  reduces  it  to  60  mesh  at  the  rate  of  92.5  tons 
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in  24  hours  when  running  at  35  revolutions  per  minute  or  62.5  tons  when  run- 
ning at  22^  revolutions, 

Wethey*  increased  the  capacity  of  a  Trent  Chili  mill  26%  by  using  moving 
feed  spouts  which  delivered  the  ore  continuously  in  front  of  each  roller  instead 
of  at  a  fixed  point. 

The  foUowmg  sizing  tests  show  the  quality  of  work  done  by  a  6-foot  Trent 
Chili  mill  on  oxidized  ore^  mainly  quartz^  crushed  to  pass  through  a  30-mesh 
sieve  at  the  rate  of  one  ton  per  hour. 


Bof on  Crushing. 

After  Cnuhing. 

On  4  mfldi  (over  8.90  mm.) 

.'co 

8.00 
88.66 
14.60 
10.85 
7.16 
9.46 
4.60 
80.60 

OWO 

oiooo 

0.000 
0.000 
0.000 
0.511 

Him 

67.804 

Throiurh4  6n6m«ali(8.W'to8.70mm.) ...^..... 

Through  6  on  10  mesh  (8.70  to  8.01  mm.) 

Through  10  on  14  nmh  (8.01  to  1 .40  mm.).  •  • • . . 

Through  14  on  80  mflsh  (1.40  to  0.80  mm.) 

Through  80  on  80  m^ah  (0.08  to  O-Al  mm.)'.. . .  ^ , . . . 

ThrouiKh  80  on  00  mMih  (0-01  to  O.Sfi  mm.^. 

Throogh  00  on  180  mosh  (0.85  to  0.119  mm.)..... ..... 

Through  180  mmh  (6.119  to  0  mm.) '. 

Total 

100.00 

100.000 

A  very  friable  lead  and  silver  ore  crushed  by  15  X  9-inch  Blake  breaker,  30  X- 
14-inch  rolls  set  at  |  inch  and  a  5-foot  Chili  mill  running  at  40  revolutions  per 
minute  to  pass  through  an  S-mesh  screen  at  the  rate  of  4  tons  per  hour  gave  the 
following: 


After  the  Rolls. 

After  the  Chill 
MiU. 

Tlmnuh  1  on  4  m^iih  (85r4  to  8.99  mm.\  .........t-- 

80.800 
7.817 
8.814 
0.000 
O.OOO 
0.000 
0.000 

0.000 
0.000 
0.000 
7.910 
11.481 
11.868 
69.897 

Ttimriffli  4on  0  m4Mh  (8-99  to  2-79  mfP.'i -r  -  - 

Thron^rh  0  on  10  meeh  (<l.79  to  8.01  mm),  t .........  -. 

ThroDffh  10  on  14  mesh  (8.01  tol.40min.V 

Thcough  14  on  80  meih  (1.40  to  0.99  mm.). 

Through  80  on  80  meeh  (0.99  to  0.01  mm.). 

Through  80  mesh  (6.01  to  <)  mm.) .' 

T^tsl 

100.000 

100.000 

The  Bryan  Boller  Quartz  Mill. 

§  233.  This  is  an  Edge  stone  mill^  with  three  rollers.  The  mill  is  made  in 
two  sizes,  4-foot  and  5-foot  diameter  of  pan.     The  former  is  shown  in  Fig.  178. 

A  stationary  cylindrical  center  post  stands  up  in  the  middle  of  the  pan,  to 
the  top  of  which  is  keyed  a  branching  support,  which  carries  the  two  boxes  of  the 
horizontal  driving  shaft.  Below  this  is  fastened  the  horizontal  bevel  gear  which 
receives  power  from  the  pinion.  Still  lower  is  fastened  the  revolving  table 
which  carries  the  three  journals  of  the  rollers.  The  table  is  capable  of  vertical 
adjustment  to  compensate  for  the  wear  of  the  rollers.  The  rollers  are  joumalled 
into  the  table  with  ball  and  socket  journals.  After  each  roller  are  three  steel 
arms  carrying  wire  brushes  to  distribute  the  pulp.  These  may  be  made  to  assist 
or  retard  the  discharge  of  pulp.  Boller  tires  of  rolled  steel  are  used  and  can 
be  replaced  when  worn  out.  The  die  ring  is  made  of  annular  sections,  also 
replaceable,  in  ten  parts  for  the  five-foot  mill,  in  eight  for  the  four-foot.  Amal- 
gamated plates  when  used  are  placed  around  the  conical  base  of  the  center  post. 
Table  153  shows  details.    The  4-foot  mill  is  also  made  sectional. 

•  Bng.  and  Min,  Jour^  VoL  LZVIIL,  (1000),  p.  8 
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TABLE   153. — BBTAN   MILL. 


atieor 

RaToluUo'i 

ofTkble 
per  Minute. 

Capacity 
per  24 
Houra. 

HuUers. 

WelfiTht 

of  each 

BoUer 

Tire. 

Total 
Weight 
oTbSbb. 

WaterUaed 
per  Hour. 

Hone 

I>iAmeter 
of  Pan. 

Diameter. 

Width  of 
Face. 

Weight  of 
Each. 

Power 
BeqaM 

Feet 
6 

4 

40 
60 

Tons. 
25to» 
»to80 

Lichea. 
44 

Inchee. 
7 

Foanda. 
8,660 

i^ieoo 

Pounds. 
1,100 
87S 

Pouoda. 
1,730 
1,100 

GaUona 
4U0  10  1,000 
800  to  780 

10 
6 

This  mill  is  especially  adapted  to  crushing  jig  middlings,  and  it  is  also 
claimed  .to  work  well  in  crushing  gold  ores  preparatory  to  amalgamation. 

Mill  26  uses  three  Srfoot  Bryan  mills  with  three  rollers,  each  weighing  3,800 
pounds,  making  37  revolutions  per  minute.  Each  mill  crushes  24  tons  in  24 
hours.    They  are  fed  by  TuUbch  feeders  with  jig  middlings  through  3  mesh.  No. 


PIO.  178. — ^PEBSPECTIVE  VIEW  OP  BRYAN  MILL  WITH  THE  SCREENS  AND  PART  Of 

CASING    REMOVED. 

12  B.  W.  G.  wire,  and  on  14  mesh,  No.  22  wire,  or  in  size  0.224  to  0.043  inches. 
The  die  ring  is  made  of  chilled  cast  iron,  outer  diameter  28f  inches,  inner  diame- 
ter 21J  inches,  thickness  6  inches,  weight  1,540  pounds.  It  costs  5  cents  pel 
pound  and  lasts  10  weeks,  crushing  1,700  tons.  The  wear  is  0.906  pound  per 
ton,  or  4.53  cents  per  ton.  The  roller  tires  are  attached  by  wooden  wedges. 
Both  chilled  cast  iron  and  rolled  steel  have  been  tried.  The  outer  diameter  of 
tires  is  44  inches,  inner  diameter  36  inches,  width  of  face  7  inches.  The  three 
tires  weigh  3,268  pounds.  Chilled  cast  iron  costs  5  cents  per  pound  and  lasts 
115  days  or  2,760  tons.  The  wear  is  1.18  pounds  per  ton,  or  5.91  cents  per  ton. 
Steel  tires  weigh  the  same,  cost  8.25  cents  per  pound,  last  190  days  or  4,560  tons. 
The  wear  is  0.7166  pound  per  ton,  or  5.911  cents  per  ton.     Repairs  other  than 
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dies  and  tires  aniouiit  to  $300  per  year  for  each  mill  or  3.425  cents  per  ton. 
The  screen  is  SOrmesh  brass  cloth,  No.  30  B.  W.  G.  wire,  making  the  net  size  of 
hole  0.0213  inch.  The  area* of  screens  is  14X36  inches,  and  there  are  two  of 
them  in  each  mill^ .  A  set  costs  $1.40  and  lasts  5  days  or  120  tons.  The  oost  is 
1.166  cents  per  ton.  Collecting  the  items,  we  have  the  following  cost  person: 
Boiler  shells,  5.911  cents;  die  rings,  4.53  cents;  repairs,  3.425  cents;  screen, 
1.166  cents;  total  for  wear  and  repairs,  15.032  cents;  power  (estimated),  4.14 
cents;  total  cost,  19.172  cents.  It  should  be  said  that  this  mill  is  located  where 
freights  are  high.  The  power  required  is  7^  indicated  horse  power.  The  pulp 
goes  to  vanners. 

Mill  26  has  compared  the  Huntington  and  the  Bryan  types  and  found  that 
the  capacity  and  power  are  the  same.  They  both  crushed  about  1  ton  per  hour 
through  30-me8h  wire  cloth  screen.  The  Bryan  mill  is  more  reliable  than  the 
Huntington.  The  Huntington  mill  requires  much  closer  attention  than  the 
Bryan,  as  it  is  much  more  easily  deranged  by  irregularities  of  feed  or  water. 
The  wear  is  much  higher  and  more  uneven  with  the  Huntington  than  with  the 
Bryan.  The  former  is  liable  to  more  stoppages  and  loss  of  time  than  the  latter. 
The  former  throws  away,  when  worn,  509©  of  the  wearing  parts,  the  latter  only 
25%. 

E.  A.  H.  Tays*  has  given  comparative  results  of  the  work  of  stamps  and  a 
Bryan  mill  in  crushing  and  amalgamating  a  gold  ore.  One  month's  record  was 
as  follows: 


Batteries  No.  1 
andSdOStamps). 


Batteries-No.  8 
aod4(tOStanips). 


4-Foot  Bryan 
MIU. 


Average  value  of  ore  per  ton 

**  M     u  tailmgs  per  ton 

X^eroentaee  of  extraction 

Tons  cruibed  during  month 

Amalgam  taken  from  mortars,  in  Troy  ounces , 

M  44        M    i^piion  pjatee,  in  Troy  ounces, 

Total  amalgam,  in  Troy  ounces , 

Approximate  ▼alue  of  amolgai  1 1 

Peroeotage  of  amaljgam  caught  in  mortar 


$18.00 
$4.09 

74S 

096.079 
736.988 


$21.73 
$4.96 

rr.or% 

614 

985.9409 
917.B817 


m 

417.96 
1,189.18 


1,788.600 
$9,700.48 
67.88 


1,848.5886 
$10,875.86 
60.88 


1,547.09 

$8,706.94 

97.08 


Batteries  No.  1  and  2  used  round  punched  tin  screens  equivalent  to  10-mesh 
wire  screens;  3  and  4  also  used  tin  screens  but  equivalent  to  20-mesh  wire 
screens ;  the  Bryan  mill  used  Bussia  iron  slot  punched  screens  equivalent  to  30- 
mesh  wire-  The  tin  screens  had  a  percentage  of  opening  of  about  44%  while 
the  slotted  screen  had  only  about  17%.  Tin  or  fine  wire  screens  did  not  have 
the  requisite  strength  to  stand  the  blows  of  coarse  rock  in  the  Bryan  mill.  All 
the  stamps  dropped  7  inches  and  the  height  of  discharge  was  10  inches.  Sizing 
tests  of  the  tailings  were  as  follows: 


Batreries 
No.  1  and  8. 

Batteries 
No.  8and4. 

Brjan  Mill 

niroughSOon  40mesh., 

"       40  "    60     •*     

•*       60  "    60     "     

"       60  "    80     "     

-       80  '•  100     "     

"     lOOmesh 

0.&5 
0.8185 
1.2197 
8.6865 

n.fiooo 

77.0TW 

0.U 
0.7896 
1.8677     . 
6.8320 
7.6288 
84.2979 

0.6785 
1.5488 
8.4860 
7.9010 
6.6700 
79.7757 

This  was  an  old  style  mill  in  which  a  pan  above,  keyed  to  the  vertical  shaft, 
rested  on  top  of  the  rollers.    Power  was  applied  by  a  horizontal  belt  passing 

•Am,  hut  Min.  Eng-  VoL  XTTT,  (1899),  pp.  776,  IOm! 
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around  this  pan.  A  ring  on  the  underside  of  the  pan  served  to  take  the  wear 
where  the  pan  traveled  upon  the  rollers.  Weights  were  put  in  the  pan  to  help 
the  crushing.  A  new  ring  weighing  560  pounds  and  3  new  tires  weighing  1,350 
pounds  total  were  worn  in  156  days  to  101  and  235  pounds  respectively  and 
were  discarded.  Dies  weighing  994  pounds  were  worn  to  497  poundis  in  the  same 
time  and  were  put  back.  The  Bryan  mill  cost  for  iron  and  screens  $0,175  per 
ton,  while  the  stamps  cost  for  iron  and  screens  only  $0.06  per  ton.  This  is  doe 
to  the  low  cost  of  iron  for  stamps.  The  actual  wear  of  irou  in  15ff  days  was 
3,400  pounds  for  10  stamps  and  only  2,904  pounds  for  the  Bryan  miU.  To 
wear  evenly  the  Bryan  mill  has  to  be  babbittea  periodically  to  keep  it  running 
true. 

Lanolbt's  Ikpbovbd  Dry  Cbushbr. 

§  234.  This  is  a  double  Edge  stone  mill,  consisting  of  a  pan  with  two  rollers 
above  and  a  pan  with  four  rollers  below.  These  pai^  are  combined  as  follows: 
The  vertical  main  shaft  passes  down  through  a  hole  in  the  upper  horizontal 
roller  shaft,  which  is  fixed.  The  upper  pan  is  keyed  to  the  main  shaft  The 
four  lower  rollers  are  mounted,  two  on  each  end  of  a  single  shaft  which  is  at- 
tached to  the  under  side  of  the  upper  pan  by  bracket  hangers.  The  upper 
pan  and  the  lower  rollers  revolve  therefore  with  the  shaft.  The  upper  rollers 
are  revolved  on  fixed  horizontal  axis  by  contact  with  their  pan. 

The  upper  rollers  weigh  15  cwt.  (1,680  pounds)  each,  with  faces  10  inches 
wide.  The  lower  rollers  each  weigh  10  cwt  (1,120  pounds)  to  which  may  be 
added  as  much  of  the  weight  of  the  upper  pan  and  rollers  as  is  desired,  the  upper 
pan  being  partially  supported  by  adjustable  rods. 

Material  from  the  Blake  breaker  is  crushed  in  the  upper  pan  down  to  the  sise 
of  shot,  the  lower  pan  then  brings  it  down  to  75  mesh  if  desired.  The  mill 
crushes  3  tons  per  hour  through  50  mesh,  consuming  8  to  10  horse  power. 

Thb  Sohranz  Mill. 

§  235.  This  mill  acts  in  a  manner  similar  to  rolls  in  that  it  crushes  ore  by 
pressure.  Its  construction  (see  Figs.  179a  and  1796),  reminds  one  somewhat  of 
the  Chili  mill,  but  it  entirely  avoids  the  grinding  action  of  that  machine. 

The  mill  consists  of  a  revolving  annular  horizontal  plate  a  with  inner  diameter 
of  450  mm.,  outer  diameter  1,000  mm.  and  50  mm.  thick,  weighing  412  kilos. 
The  plate  is  slightly  conical,  sloping  outward  1  in  10.  It  makes  12  to  14  revolu- 
tions of  the  disc  per  minute  and  is  driven  by  beveled  gears  RR  which  reduce 
the  speed  4  to  1. 

Three  truncated  cones  xyz  with  axes  at  120^  with  each  other,  rest  upon  the 
disc  with  their  apexes  inward.  They  have  large  bases  750  mm.  and  small  bases 
475  mm.  diameter  respectively  and  275  mm.  slant  length.  They  revolve  30  to 
36  times  per  minute  on  shafts  X  hinged  on  adjustable  pins  H  at  the  center  and 
the  compression  springs  P  are  applied  at  the  outer  ends.  These  cones  consist 
of  permanent  cores  mounted  on  shafts,  with  bearings  at  each  end  and  wearing 
shoes  or  shells  weighing  198  kilos  each,  which  are  fastened  on  the  cores  by  draw 
bolts  and  are  55  mm.  t£ick. 

The  three  cones  treat  the  ore  successively,  the  ore  being  fed  in  front  of  the 
first  cone  rr.  Each  is  pressed  down  by  a  spring  P  upon  the  revolving  plate 
with  greater  force  than  its  predecessor.  Thus  the  particles  which  fail  to  be 
crushed  by  the  first  cone  may  be  comminuted  by  the  second  or  by  the  tiiird. 

Jets  of  water  play  upon  each  cone  or  upon  the  disc  behind  each  cone  anS  wadi 
away  the  finer  portions  that  have  been  sufiiciently  crushed.  Behind  the  first 
and  second  cones  and  their  water  jet  are  scrapers  to  bring  the  ore  toward  the 
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center  in  front  of  the  next  cone,  counteracting  the  effect  of  the  water.    The  mill 
has  no  screen  and  requires  a  trommel  to  return  the  oversize. 


(8cal«  i/m) 


FIO.   179a. — BBCTION  OF  SOHRANZ   KILL. 


(Scde  >/4e) 


FIO.    1796. — ^PLAN   OF   8CHKANZ   MILL. 


The  mill  is  reported  as  crushing  1,460  kilograms  per  hour,  of  stuff  through  8 
<m  3  mm.,  nsing  97  liters  of  water  per  minute  and  3  to  3J  horse  power,  yielding 
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the  sizes  here  given:  3.2  to  2.4  mm.,  6.95% ;  2.4  to  1.6  mm.,  21.07% ;  1.6  to  0.9 
mm.,  26.27%;  0.9  to  0.5  mm.,  16.92%;  0.5  to  0.2  mm.,  15.81%;  0^  to  0  mm., 
12.98%.  For  other  sizing  tests,  see  Table  178.  The  mill  is  especially  adapted 
for  crushing  particles  below  15  mm.  It  does  not  work  so  advantageously  on 
larger  sizes.     Kunhardt  says  that  the  mill  is  not  satisfactory  above  8  mm. 

The  wear  found  at  Laurenberg**'  in  crushing  through  8  on  2  mm.  jig  mid- 
dlings, consisting  of  quartz,  spathic  iron,  galena,  blende,  etc.,  down  to  2  mm 
and  less,  is  reported  as  follows:  The  three  cones,  weighing  each  198  kilograms, 
wore  in  982  days  of  10  hours  each,  from  60  mm.  thick  to  9,  16  and  "24  mm. 
respectively.  The  disc  weighing  412  kilos  wore  in  613  days  of  10  hours  from 
60  mm.  to  15  mm.  thick.  By  computation  the  weight  of  the  worn  disc  was  288.5 
kilos  and  of  the  three  cones  161.7  kilos,  and  the  net  wear  of  metal  per  1,000-kilos 
ton  crushed  was  0.0G09  kilo  made  up  of  0.0314  kilo  for  the  disc  and  0.0295  Mlo 
for  the  cones.  This  is  equal  to  0.1217  pounds  of  steel  worn  per  ton  of  2,000 
pounds.  A  second  instance  is  given  in  the  same  article,  of  the  wear  when  crushing 
softer  ore,  which  is  0.035  kilo  per  1,000-kilos  ton  or  0.0718  pound  per  2,000- 
poimd  ton. 

The  Kinkkad  Mill. 

§236.  This  is  a  pan  mill  (see  Fig.  180),  with  a  convex  conical  bottom  or  die. 
Upon  this  operates  a  convex  conical  muller  or  shoe  with  gross  weight  of  3,400 
pounds.  The  inner  part  of  the  muller  has  an  apex  angle  of  105**,  and  a  corrn- 
gated  surface  with  which  to  begin  the  crushing  upon  the  l^-inch  feed  lumps.  The 
outer  part  is  a  much  flatter  cone,  or  150**  apex  angle,  and  does  the  fine  crushing. 
The  mill  acts  upon  a  gyratory  principle.  It  has  a  spindle  attached  to  the  muller 
T\hich  gyrates  at  an  angle  of  5^  away  from  the  vertical  line.  The  gyratory  action 
gives  a  true  crushing  between  the  shoe  and  die  at  the  center,  but  gives  crushing 
modified  by  a  limited  amount  of  grinding  between  the  fine  grinding  surfaces. 
There  are  nine  screen  openings  around  the  circle,  and  curved  splash-plates,  bolted 
to  the  muller,  deflect  the  pulp  against  the  screens.  For  very  fine  crushing  the 
screen  openings  are  closed  and  the  pulp  discharges  over  the  side  of  the  pan.  The 
machine  has  the  advantage  of  very  complete  redistribution  of  the  particles  after 
each  nip.  It  is  adapted  for  crushing  gold  ores  preparatory  to  amalgamation  or 
cyaniding,  and  also  for  crushing  jig  middlings. 

Its  capacity,  running  at  145  revolutions  per  minute,  is  12  tons  in  24  hours, 
reduced  from  1^  inches  diameter  through  40  mesh,  using  3^  horse  power.  The 
shoe  is  of  chrome  steel  and  weighs  about  900  pounds.  The  die  is  also  of  chrome 
steel  in  two  pieces.  The  center  die,  for  coarse  crushing,  weighs  97  pounds  and  has 
an  apex  angle  of  120**.  The  main  die  for  fine  crushing,  which  forms  the  sides  as 
well  as  the  bottom  of  the  pan,  weighs  750  pounds  and  has  an  apex  angle  of  150^ 
On  the  Comstock  lode,  Nevada,  where  these  mills  are  extensively  used,  the  shoe 
and  die  last  from  10  to  13  months  on  hard  quartz.  This  mill  is  classed  among 
roller  mills  because  of  its  action.  In  form  it  would  appear  to  belong  with  the 
amalgamating  pan. 

The  ITuntingtox  Centrifugal  Roller  Mill. 

§  237.  This  mill  is  used  to  do  the  work  of  a  stamp  mill  in  crushing  gold  ores, 
and  serves  as  a  fine  grinder  for  recrushing  jig  middlings.  It  is  especially  adapted 
for  crushing  clayey  ores. 

As  shown  in 'Figs.  181a  and  1816.  it  works  upon  the  principle  of  Cornish 
rolls,  only  with  this  difference  that  the  angle  of  nip  is  much  more  acute,  the 
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pressure  is  probably  less  powerful  and  the  crushing  is  done  under  water  while 
rolls  crush  dry  or  at  most  in  a  running  stream  of  water. 

This  mill  crushes  by  the  centrifugal  force  of  steel  rollers  revolving  against  the 


FIG.  180. — SECTION  OP  THE  KINKEAD  MILL. 

iimer  surface  of  a  heavy  horizontal  steel  ring  or  die.-  The  rollers  are  suspended 
upon  rods  from  horizontal  arms  by  short  trunnions  allowing  a  swing  of  the  rod 
and  roller  in  a  direction  radial  from  the  central  vertical  shaft    The  vertical 
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9i28pending  rod  is  provided  with  a  head  at  the  lower  end  and  the  Duller  has  anti- 
friction washers,  babbitted  bearings  and  sleeve  permitting  free  rotation  upon  it 
The  roller  therefore  takes  on  two  classes  of  motion,  namely,  gyration  around  the 
central  shaft  and  rotation  around  its  suspending  rod.  Theoretically,  the  pressure 
can  be  increased  indefinitely  by  increasing  the  speed  of  rotation,  but  practically 
the  available  pressure  is  limited  by  the  jar.  If  the  jar  was  overcome  it  would 
still  be  limited  by  strength  of  the  die  ring.    In  Table  154  the  centrifugal  force 

WRN 
has  been  computed  by  the  formula,*  ^=  2"^jQ3"^'h^^  If = weight  of  roller  in 

pounds;  fi=:radiu8  of  gyration  in  feet;  iV=revolution8  of  central  shaft  per 
minute;  and  jP=centrifugal  force  in  pounds. 


TABLE  164. — CENTBIFUQAL  FORCE. 


SlseofMUL 

Moan  Diameter 
of  Die  Ring. 

Average  Diam- 
eter or  Roller. 

Total  Weight 
of  Roller  Avail- 
able for  Push, 

Revolutions  of 

Central  Shaft 

per  Minute. 

Radia  Of  Gyra- 
tion. 

EffecUvePuih 
of  Roller. 

F»^t. 
6 

Feet 
8.88 
4.75 
B.470 

Feet. 

1.819 

1.896 

•  1.684 

Pounds. 
470 
506 
617 

90 
70 
66 

Feet 
1.0B7 
1.677 
1.947 

Pounds. 
1.879 
1,418 
1,751 

Although  the  Huntington  mill  runs  on  the  principle  of  rolls,  it  does  not  have 
the  positive  spring  of  the  latter.  It  follows  that  it  must  he  even  more  carefully 
guarded  against  large  lumps.  It  is  fed  with  particles  not  larger  than  |  inch  in 
diameter. 

The  suspending  rods  incline  inward  and  downward,  causing  the  roller  to  be  | 
inch  above  the  bottom  at  its  outer  edge  and  If  inches  above  the  bottom  at  its 
inner  edge  with  the  new  roller,  A  removable  annular  disc  or  false  bottom  of  cast 
iron  is  placed  in  the  bottom  of  the  machine  to  take  the  wear.  The  roller  may 
be  raised  by  using  more  washers  above  the  head.  Mercury  is  fed  with  ore  on 
the  same  plan  as  in  the  stamp  mill.  An  adjustable  scraper  is  placed  in  front  of 
each  roller  to  break  up  the  inner  bank  and  throw  the  ore  in  front  of  the  roller. 

Since  the  machine  has  no  means  in  itself  of  automatic  control  of  a  feeder  and 
if  overfed  is  liable  to  choke,  it  follows  that  it  must  be  fed  at  a  regular  speed  by 
a  Hendy  Challenge  or  a  Tulloch  feeder  run  independently.  The  feeding  is 
done  through  a  hopper  at  one  side. 

The  advantages  claimed  for  the  mill,  as  compared  with  gravity  stamps,  are: 
Low  first  cost,  less  freight  charges,  small  cost  of  erection,  small  amount  of  power 
and  that  it  is  also  a  good  amalgamator.  The  running  cost,  however,  is  high 
compared  with  rolls. 

C.  W.  Goodale'**  says  that  good  judgment  is  necessary  to  get  satisfactory  re- 
sults; any  overcrowding  of  the  mill  causes  the  rollers  to  slip  which  soon  destroys 
the  circular  form;  it  is  desirable  to  have  an  extra  mill  owing  to  the  frequent 
stopping  for  repairs ;  in  regard  to  screens  it  behaves  like  a  stamp  mill  with  high 
discharge,  that  is  to  say,  a  screen  can  be  used  that  is  larger  than  the  limiting  size 
sought. 

The  machine  runs  much  like  a  free  crushing  roll  and  hence  makes  much  less 
slimes  than  the  stamp  mill.  The  mill  is  made  in  three  sizes  (see  Tables  154, 
155  and  156),  3^,  5  and  6  feet  in  diameter. 

e  From  Keot*8  ^  Mech.  Bog.  Pocketbook,*'  p.  iSA. 
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FIO.    181«.— PEBSPECTIVB    VIEW    OF    THE     HUNTINGTON     MILL    WITH    SCREENS 

REMOVED. 


PIG.  1816. — HALF  SECTION  AND  HALF  ELEVATION  OF  THE  HUNTINGTON   MILI^ 
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TABLE    155. — FRA8BR   A   CHALMERS   FIGURES   ON    HUNTINGTON   KILL. 


8iae  of  MiU. 

Weight. 

^^o'jr 

WatorUsed 
per  Hour. 

Horsepower. 

Revolutions 
per  Minute. 

Size  of  Feed. 

Sere,  n  Used 

Feet 
0 

sssg* 

Tods. 
18 
96 

Gallons. 

750 

1,000  to  1,S00 

4 

6 

8 

90 
70 
66 

Inches. 

«-o 

40  mesh. 

TABLE  156. — FRASER  A  CHALMERS  TABLE  OF  DIMENSIONS  AND  WEIGHTS. 


Size 

Die  Ring. 

OutsiSe 
Diameter 
of  Rollers. 

RoUers. 

Weight 

Roller  ' 
Shell. 

False 
Bottom. 

of 
Mill. 

Inside 
Diumeter. 

Thick- 
ness. 

Height. 

Weight. 

Feet. 
6 

Ft.  In. 
8    4 
4    9 
JT0P....6   6 
1  Bottom  6   m 

Inches. 

Inchi'S. 
8 

Pounds. 
898 
66S 

988 

Inches. 
19 

Inches. 
6 
6 

Pounds. 
156 
170 

856 

Pounds. 
MO 

1,106 

Tabulated  data  from  the  mills  visited  is  given  in  Tables  157  to  159. 
life  of  false  bottoms  is  about  a  year. 


The 


TABLE    157. — ^PURPOSE,    POWER    AND    CAPACITY. 
Abbreviations.— J.M.  =  Jig  middlings;  J.T. = Jig  tailings;  No. = number;  Th.=Through;  T.T.ssTabki  taillngSL 


Mill 
No. 

Number 
of 

Used. 

Size 

of 

Ma. 

chine 

Number 
of  RoUers 
in  Each 
Machine. 

Revolu- 
tions 

MJn^. 

Feed 
Material. 

Feed 
Size. 

III 

ProdttcL 

84  Hours. 

(6)21 
87 

8 
1 
1 

4 

4 

1 
1 
1 
1 

Feet 

6 
6 
5 
5 

~¥ 

6 

90 

75 

68 

65 

65 

90 
104 
70 
78 

J.T.  and  J.M. 

J.T. 

J.M. 

J.M. 

J.M: 

J.M. 

J.M. 

J.M. 

J.T.  and  T.T. 

Mm. 
3^  to  18  mesh 

&88toO 

6to8 

l^toO 

8«toO 

4.76  too 

4.76  too 

4.76  too 

8to40mesh 

6 

8 

Th.  0.68  mm.;  to  No.  8 

hydrauUc  dassifler. 
To  four  7-belt  Wood- 

Tons. 
16 

(c)2S 
88 

ill 

bury  vanners. 

Th.  8  mm. ;  to  No.  1  hy- 
draulic dassifler. 

Th.  lU  mm.;  to  No.  8 
hydraulic  classifier. 

Th.  8ki  mm.;  to  No.  8 
hydrauUc  dassifler. 

Th.  8.18  mm.;  to  jigs. 

Th.  8.18  mm.;  to  Jigs. 

Th.  8.18  mm.;  to  jigs. 

Through  0.48  muL;  to 
No.  6  trommeL 

(a)  84 
90 
100 
15.8 

ig 

81 

4 

40 

(a)  10  tons  in  10  hours.  (6)  Repairs  other,  than  tires,  rolls  and  screens,  $100  per  year,  (e)  One  man  attends 
rollH,  feeders,  Huntington,  and  trommels,  (d)  Letter  from  F.  O.  Coggin  to  Fraser  &  Chalmers.  This  mill  no 
longer  uses  them. 


TABLE   158. — ^DIE  RINGS  AND  ROLLER  SHELLS. 


Mill 
No. 

PieoOi 

Material. 

Total 

Weight, 

New. 

Cost,  New. 

8eU,01d, 
per  Ton. 

Life. 

QrosB 
Ton. 

81 

Ring.;'...* 

Rolled  steel 

Pounds. 
400 
800 

$89.00 
8175 

$8.00 
8.00 

Wfr-ks. 
18 
6 

4 

Tons. 

Cents. 
8  808 

BRollera......... 

8  980 

87 

Ring.' 

4Rohers 

Chilled  cast  iron. 
Rolled  steel 

0.00 
0.00 
0.00 

88 

VtAna 

$48.40  at  Chicago 
$56.00 

68 
48 

18 
4 
6 
4 
86 
18 

8;ooo 

8,500 
7,650 
8,580 
8,500 
8,800 

1  447 

litStoii:::::;::: 

Rlne 

ChiUed4»st  steel 

Rolled  steel 

St-eel 

8.8 

88 

880 
660 
610 
800 

4Rmlers 

4^iere!.'!r;t;" 

Ring 

..,,, ,., 

80 

RoUttlstod..... 
Cast  steel 

86 

4  Rollers 
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TABLE   159. — SCREENS. 

Abbrevistio]is.~B.  Sl.sBiihr  slot;  o.  to  c.=oeiiter  to  center;  Hor.  SLsHorlaontal  slot;  Hor.  St.  B.  81.: 
Horiaontal  staggered  buhr  slot;  ln.slncb;  R.  I.  PLsRussia  iron  plate;  St.  Pl.=Steel  plate. 


Mfll 
No. 

Material. 

Thick- 

Hole. 

Area  of 

each 
Screen. 

Cost 
per  Set 

Life. 

Life. 

Ckwtper 
Ton. 

tl 

Plate..... 

Inches. 

a  SI.,  0.095x0.875  In.  (0.68X9.6  mm.)  A 
in.  apart. 

Inches. 
9x21 

$1.87 

"T 

Tons. 
190 

Cente. 
1.806 

»7 

SB 
9fl 

8LP1.... 

itg:::: 

RLPL.. 
(a) 

0.066 

0.048 
0.006 

0.097 

0.079  in.  (9  mm.)  round  holes,  A  in*  c. 
toe. 

Slots,  0.060x2^  in.  (1.5x88.1  mm.) 

Hor.dl.,  O.UH  in.  (9.5x19.5  mm.)  M  in. 

mm.)  (5) 

9x80 

6x28 
9x30 

8x28 

8.88 

94  to  86 

4 
14 

940  to  800 

860 
1,400 

1.408to  0.989 

SO 

m 

Ka)  Since  writing  the  above  a  diagonal  slotted 
baa  holes  0.0915x0.485  inch  (0.55x11 . 8  mm.).  The  poi 


has  been  substitutod.    It  is  0.0397  inch  thick  and 

iporoentogeofopenin};  is  14. 88  per  cent  This  lasts  15  shifts  of  19 

hours  each  and  keeps  Its  siao  excellently  until  worn  out  by  bursting  through,  which  was  not  the  case  with  the 


buhr  punched  screen.  Wire  serecns  were  found  to  choke  in  the  Huntington  mill,  while  these  thick  heavy 
screens  do  not.  The  latter  tried  in  the  stamp  mill  gave  troul>le  from  choking.  The  buhr  slot  screen  when 
worn  out  had  an  opening  about  0.080  inch  wide  and  about  8  per  cent,  opening.  (6)  This  screen  has  4.90  per 
eent.  of  opening. 

The  following  figures  on  the  estimated  cost  of  crushing  by  a  Huntington  mill 
are  given.  Since  the  items  may  vary  widely^  it  is  obvious  that  these  figures 
should  not  be  too  generally  applied. 

The  estimated  co6t  per  ton  for  a  SJ-foot  mill  crushing  through ^inch  (0.63- 
mm.)  screen  at  the  rate  of  15  tons  per  24  hours  is:*  Die  ring,  2.303  cents  per 
ton;  rollers,  3.939;  power  ($40  per  308  days  at  16  tons  per  day),  0.865;  screens, 
1.308;  attendance  (,V  man  at  $3),  2.000;  repairs,  oil,  etc.  ($100  per  year), 
2.165;  total,  12.679  cents  per  ton. 

The  estimated  cost  per  ton  for  a  5-foot  mill  crushing  through  0.1  inch 
{2i  mm.)  at  the  rate  of  100  tons  per  24  hours  is  if  Die  ring,  1.447  cents  per  ton ; 
rollers,  2.200;  power  ($40  per  308  days  at  100  tons  per  day),  0.129;  screens, 
0.939;  attendance  (iV  nian  at  $3),  0.300;  repairs,  oil,  etc*  ($100  per  year), 
2.165;  total,  7.180  cents  per  ton. 

The  Butte  and  Boston  mill,  Butte,  Montana,  found  the  cost  to  be  8.8  cents  per 
ton  exclusive  of  power,  as  against  4.2  cents  per  ton  for  rolls  at  the  Colorado 
Smelting  &  Mining  Co.  mill.*** 

A  3i-foot  Huntington  mill,  running  at  90  revolutions  per  minute,  gave,  when 
crushing  A^ii^ch  conglomerate  gravel  in  the  Calumet  and  Hecla  mill  through 
two  screens  i  inch  and  one  screen  ^  inch  diameter  round  holes,  a  product  which 
by  sizing  yielded :  On  10  mesh,  4.8% ;  through  10  on  16  mesh,  22.2% ;  through 
16  on  30  mesh,  43.0% ;  through  30  on  60  mesh,  15.1% ;  through  60  on  100  mesh, 
7.2% ;  through  100  mesh,  7.7%,  The  wear  of  iron  was  1.06  pounds  per  ton  of 
gravel  ground.    Table  160  shows  a  few  capacities  from  other  sources.'*^    All 

TABLB    160. — CAPACITIES. 


Mine. 

Mfll 

Diameter. 

Revoln- 
tlons  per 
Minute. 

Screen. 

Hours. 

Qnaker  Mine  (a) 

Feet. 
6 
6 
6 

6 

50  to  OS 
60 

'  «Vo*75* 

Mesh. 
25  to  40' 
S5to80 

40 

40 

Tons. 
16  to  90 
10  to  19 

OtolO 
94 

shISrwun™.?.:;!.;:;..:. 

Mathtaies  Creek 

Monta  Cristo 

(a)  The  ore  is  of  a  slaty  nature  with  quarts  and  a  soft  gouge. 


^  Data  mostly  taken  from  Mill  91  of  preceding  tables, 
t  Data  mostly  taken  from  Mill  89  of  preceding  tables 
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four  are  California  mines  on  or  near  the  mother  lode.  Schnabel'**  says  that 
a  Huntington  mill,  near  Tremnitz,  Hungary ,  crushing  quartz  with  ZJo  pyrite, 
7  to  8  grams  gold,  and  20  grams  silver  per  1,000  kilos,  fed  by  a  Dodge  breaker 
with  lumps  5  cm.  and  less,  and  running  at  70  revolutions  per  minute,  crushed 
12  tons  in  24  hours,  to  pass  through  slotted  screen  with  0.8-mm.  slots.  It  re- 
quired 8  horse  power. 

The  Huntington  mill  made  by  Davey  Paxman  ft  Co.  in  England  is  known 
as  the  Paxman  mill.  It  differs  from  the  American  design  in  that  the  rollers 
are  supported  by  collars  upon  the  suspending  rods  instead  of  by  heads  at  the 
ends  of  them. 

Thb  Nabod  Pulverizbr. 

§238.  This  machine  works  on  the  principle  of  the  Huntington  mill  except 
that  it  is  driven  by  a  belt  and  pulley  directly  upon  the  central  shaft  extended 
upward.  There  ar^  some  differences  in  the  method  of  suspending  the  rollers. 
The  chief  difference,  however,  is  the  hiffh  speed  of  revolution  and  consequent 
increase  of  output  due  to  the  increased  centrifugal  force.  Figures  given  in 
catalogue,  which  are  backed  by  testimonials  are  given  in  Table   161.    The 

TABLE  161. — NAROD  PULVERIZER. 


Oapadty  per  M  Boon 
onQuarti. 

Hone 

rower  Re- 

quirad. 

RaTolutlont 
per  Minute. 

Screen 
Area. 

Weiffbt 

FeedSiae. 

flcreea 
Used. 

Oentrifiigal 

48  to  96,  dry 

15  to  90 
15  to  90 

140 

140 

Sq.Feet 
19 

Pounds. 
8,000 
8,000 

Inches, 
l^tol 

Mesh. 
80 
80 

Pounds. 
8.000 

StoSSS.... ::;::: 

8^000 

weight  of  the  large  ring  or  die  is  500  pounds.    The  three  roll  shells  weigh  210 
pounds  each  and  have  a  total  swinging  weight  of  about  300  pounds. 

The  Griffin  Bollee  Mill. 

8  239.  This  consists  of  a  single  roller  31,  suspended  upon  a  vertical  axis  1, 
rolling  upon  the  inside  of  a  die  ring  70.  (See  Fig.  182).  Power  is  applied  by 
a  belt  to  a  30-inch  pulley  17,  revolving  in  a  horizontal  plane  and  placed  cen- 
trally over  the  ring.  The  pulley  has  two  journals  27  and  26,  attached  above  ^nd 
below  respectively,  on  which  it  runs;  the  supporting  step  or  collar  21  is  below 
the  lower  bearing ;  the  axis  of  the  roller  passes  up  through  the  lower  journal  and 
is  attached  to  the  center  of  the  pulley  by  a  universal  joint  9,  enabling  it  to 
receive  rotation  from  the  pulley  and  also  to  gyrate  in  its  path  around  the  die 
ring. 

The  30-inch  mill  weighs  10,500  pounds.  The  die  ring  is  30  inches  inside 
diameter  and  weighs  250  pounds ;  the  roller  is  18  to  20  inches  in  diameter  and 
its  shell  weighs  100  pounds.  The  width  of  contact  between  roller  and  die  ring 
is  6  inches.  Under  the  roller  are  placed  plows  5  to  keep  the  ore  stirred  up.  The 
die  ring  and  shell  last  8  to  10  days  of  24  hours  on  the  hardest  quarte.  On 
phosphate  rock  they  last  7  months  of  24  hour  days.'^*  The  plows  last  the  same 
length  of  time  as  the  ring  and  shell.  The  roller  revolves  190  to  200  times  per 
minute  on  its  own  axis.  The  crushing  operation  is  started  by  pushing  the  revdf- 
ing  roller  out  of  line  until  it  touches  the  ring.  It  immediately  bites  upon  the 
surface  of  the  latter  and  the  roller  then  rolls  around  on  the  inside  of  the  die  ring 
exerting  a  presssure,  said  to  be  6,000  pounds,  upon  it.  The  number  of  gyra- 
tions per  minute  of  an  18-inch  roller  will  be  from  285  to  300  calculated  accord- 
ing to  the  formula  -^=-3 — 1  where  D  is  the  inside  diameter  of  the  ring,  d  Ib 
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the  outside  diameter  of  the  roller  and  N  is  the  number  of  revolutions  of  the 
roller  on  its  own  axis  for  one  gyration. 

The  curious  fact  will  be  noted  that  when  the  roller  rotates  to  the  right  it 
will  be  found  to  gyrate  backward  or  to  the  left.  The  machine  is  not  balanced 
and  therefore  requires  a  very  solid  foundation;  15  to  25  horse  power  are  le- 
quired^  according  to  the  work  it  does. 


FIG.     182. — SECTIONAL    VIBW    OP    30-INOH    GRIFFIN    MILL    ABRANGED    FOE    DRY 

PULVERIZING. 

The  mill  is  fed  with  stuff  1^  inches  maximum  diameter  from  a  breaker  and 
is  constructed  for  dry  or  wet  crushing.  When  used  for  dry  it  has  fans  7  attached 
to  the  suspending  rod  1  over  the  roller  which  force  a  current  of  air  out  through 
the  screen  to  the  screw  conveyor  below  and  dust  chamber.     When  used  wet 
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it  has  a  screen  placed  all  around  the  mill  at  a  level  just  above  the  die  ring.  The 
mill  is  found  to  crush  finer  than  this  screen  would  indicate,  for  when  a  16-mesh 
screen  was  used,  90%  of  the  pulp  passed  through  GO-mesh  screen.  The  30-inch 
mill  crushed  per  hour  3  to  4  tons  of  phosphate  rock  and  1^  to  2^  tons  of  Portland 
cement  or  hard  quartz  according  to  the  size. 

0.  A.  Barnhart  gives  screening  test  when  using  30-mesh  screen  on  gold  ore, 
at  Mammoth,  Arizona:  Through  30  on  40  mesh,  3.90% ;  through  40  on  60  mesh, 
33.62%;  through  60  on  80  mesh,  5.54%;  through  80  on  100  mesh,  0.67%; 
through  100  mesh,  66.27%. 

J.  S.  de  Lamar  says  that  when  fed  by  breaker  each  mill  crushed  20  tons  of  the 
hardest  rock  in  24  hours  to  40  mesh  and  finer  without  screening.  The  screen 
used  was  4  mesh.  The  mill  makes  excellent  pulp  for  cyanide  leaching,  better 
than  either  rolls  or  stamps.  With  rolls  the  tailings  ran  $4.65 ;  with  Griffin  they 
ran  from  $0.89  to  $1.65  per  ton. 

Parkhurst  &  Whipple  say  it  crushes  40  to  60  tons  per  day  of  Breckenridge, 
Colo.,  ore,  with  a  cost  of  wearing  parts  not  to  exceed  10  cents  per  ton.  F.  M. 
Johnson,  Gunnison,  Colo.,  and  J.  H.  Edwards,  Morrisville,  Va.,  both  say  running 
cost  will  not  exceed  that  of  a  stamp  mill. 

Thb  Cabr  Disinteoratob. 

g  240.  This  machine,  originally  invented  in  England,  is  known  in  the  United 
States  as  the  Stedman,  and  in  Germany  as  the  Brink  &  Hiibner.  This  is  a 
true  impact  crusher  and  consists  of  several  oppositely  revolving  cages  of  round 
bars.  Fragments  of  coal,  or  other  material  fed  in  the  center,  are  struck  by  the 
bars  of  the  inner  cage,  being  partly  broken,  and  receive  tangential  velocity  in 
one  direction  as  they  pass  outward.  The  bars  of  the  second  cage,  revolving 
rapidly  in  the  opposite  direction,  meet  the  particles  and  strike  them  blows  of 
double  energy.  The  third  and  the  fourth  cages  of  bars  repeat  this  work,  reduc- 
ing the  size  of  the  particles  at  each  cage. 

Fig.  183a  shows  the  machine  in  section,  which  consists  of  two  discs ;  one  car- 
ries two  cages  of  forward,  the  other,  two  cages  of  backward  revolving  bars.  Each 
cage  is  reinforced  by  a  ring  at  the  opposite  end  of  the  bars.  Each  disc  is  mounted 
on  a  flange  with  a  shaft,  two  bearings,  a  pulley  and  a  fly  wheel.  Fig.  1836  shows 
the  pillow  blocks  slipped  from  their  places  to  allow  the  discs  to  be  pulled  apart 
for  repairs ;  it  also  shows  the  removable  housing  which  has  a  feed  hopper  at  the 
side  and  a  delivery  spout  below. 

The  Stedman  machines  are  made  in  five  sizes,  ranging  from  30  to  60  inches 
in  diameter.  The  bars  vary  from  1  to  IJ  inches  in  diameter  according  to  the 
size  of  the  machine.  Steel  bars  give  the  best  wear.  The  length  of  the  bars 
increases  outward  from  the  center,  diminishing  the  tendency  to  clog.  * 

A  bar  projecting  into  the  inner  cage  breaks  lumps  and  prevents  banks.  Two 
revolving  scrapers  attached  to  the  outer  cage  prevent  'accumulation  in  the  hous- 
ing. The  machine  is  not  suited  for  very  hard  materials  on  account  of  rapid 
wear,  but  it  is  extensively  used  for  coal,  especially  in  briquet  manufacturing, 
as  it  is  a  good  mixer  for  the  cementing  material  as  well  as  a  good  pulverizer. 
For  coal  it  should  be  run  dry ;  not  more  than  4  or  6%  moisture  is  allowed.  With 
hard  substances  water  may  be  used  and  frequent  cleaning  is  then  not  necessary. 

The  Carr  machine  at  Ahun  collieries,  must  be  cleaned  every  twelve  hours 
when  crushing  coal  with  3%  moisture,  every  4  hours  with  6%  moisture.  One 
half  hour  is  consumed  in  cleaning.  The  fineness  can  be  regulated  by  the  speed, 
and  the  capacity  diminishes  with  the  fineness.  The  capacity  also  diminishes 
with  the  wear  of  the  bars. 
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FIG.   183a. — SECTION  OP  STEDMAN  DISINTEGRATOR. 


Total  weight  1^5^000.  Tb«. 
Holglit  over  all  SV 
Extreme  width  &'3* 


ever  all 


FIG.     1836. — PERSPECTIVE     OF     THE     STEDMAN     DISINTEGRATOR     WITH     HOUSIN'^ 
RAISED  AND  CAGES  PULLED  APART. 

The  details  of  the  Carr  machine  are  given  in  Table  162  and  capacities  of  the 
Stedman  and  the  Brink  and  Hiibner  are  given  in  Tables  163  to  166. 

At  Eagle,  West  Virginia,  a  48-inch  Stedman  machine  crushes  300  to  350  tons 
of  coal  per  day  of  10  hours  to  the  size  of  cracked  wheat. 

TABLE   162. — CARR  DISINTEGRATOR.'®' 


Bing. 

Diameter  of 
Rinif. 

Number  of 
Bars. 

Diameter  of 
Bars,   (a) 

Length  of 

Sp«5e  Apart 
of  Bars. 

Fint  or  outer 

Meters. 
1.8 
1.08 
0.844 
0.070 

84 
81 
27 
88 

Mm. 
86 

r 

80 
86 

Mm. 

800 

850 

860 

850 

Mm. 
110.8 
104.4 
86.8 
88.8 

Third 

Fourth 

(a)  The  bars  on  the  two  outer  rings  are  round;  those  on  the  two  inner  are  square. 
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TABLB   163. — CAPACITT  OF  8TBDMAN,   CHUSHINO   FESTIUZSB8. 


8  Ml 


Dlametflr. 

BenilutloM 
IMrlUiioie. 

Houraoofiooet 

Hon6  i\ywor 
RMIulrad. 

Indiei. 
60 

660 
660  to  600 
660  to  600 
600  to  680 
600  to  680 

700 

room. 
90  to  SO 
IS  to  86 
8to86 
7tol8 
6tol8 
8to6 

86  to  46 
86  to  80 
80  to  86 
18  to  18 
18  to  16 
6to9 

44 

40 

48 

86 

80 

TABLE  164. — CAPACITY  OF  STBDMAN,  CRUSHING  OOlIa. 


Diaineter. 

Oi|MM!itj|Mrl0 

Hoars. 

HoraoPoww 
Boqulred.  (a) 

iBChM. 

40 

Ttes. 

175  to  600 

800  to  890 

860  to  400 

800 

86  to  80 
40  to  60 
70  to  100 
100  to  196 

44 

80 

60 

(a)  1  hone  power  per  every  4  or  6  tons  treated  in  10  homn 
TABLE  165. — CAPACITY  OF  8TEDMAK,   CRUBHINQ  OLAT. 


Diameter. 

per  Minute. 

Oapacity  per  10  Hours. 

Horsepower 
Required. 

Inohea. 
86 

600  to  700 
600  to  660 

Clay  for  18,000  to  96,600  bricks. 
CIV  for  96,000  to  86,000  bricks. 

19  to  16 
16  to  90 

40 

TABLE   166.*** — CAPACITY  OF  A 

BRINK  AND  HCbNER  AT  MANNHEIM,    (a) 

KlndofFMd. 

Rise  of  Feed. 

ReTolutions 
per  Minute. 

Capacity  per 

Hour  through 

9  mm. 

Water  per 
MiuutST 

Horse  Power. 
(Indicated.) 

JW  mlddlines 

Mm. 

460 

400 

460 

460     • 

460 

400 

Klk)S. 
9,800 
1,600 
1,800 
8.000 
9.700 
9,600 

Liters. 
78 

IS 

78 

6to7 

JismiddilDfrs 

6to7 

JiS  mlddlinn 

6to7 

Blende  and  tasd  ssod 

8to9 

Blende  and  lead  sand. 

8to9 

Blende  and  lead  sand 

8to9 

(a)  The  diameter  of  the  outer  rim;  of  the  machine  was  600  mm.  The  product  had  fft%  over  a85  mm.,  \S$ 
between  0.86  and  0.1  mm.,  and  \9$i  below  ai  mm.  Yearly  statistics  show  tiie  wear  to  be  about  four  times  thst 
of  rolls. 

Sturtbvant  Mills. 

§241.  This  consists  of  a  cylindrical  die  ring  A,  (Pig.  184),  with  horizontal 
axis.  Entering  the  two  ends  of  it  and  facing  each  other  are  two  cups  D.  These 
are  mounted  on  horizontal  shafts  E  with  pulleys  F  and  are  revolved  at  high 
speed,  usually  in  opposite  directions.  The  two  cups  D  quickly  fill  up  with  com- 
pacted crushed  rock  to  conical  concave  surfaces,  and  crushing  then  takes  place 
when  ore  is  fed  in  through  the  hopper  0  above  by  blows  received  from  the  cups 
and  from  lump  hitting  lump. 

The  die  ring  A  is  made  up  of  small  sections,  of  chilled  cast  iron,  4  inches 
wide  and  6  inches  long,  laid  around  the  cylinder.  They  are  perforated  with 
slots  \  inch  wide,  3^  inches  long,  with  bars  -f^  inch  thick  between  them.  The 
upper  portion  of  the  die  ring  is  left  out  to  provide  for  the  feed  hopper.  A 
housing  H  of  cast  iron  is  placed  all  around  the  die  ring  and  conveys  the  crushed 
ore  to  the  hopper  K  beneath.  The  air  within  the  housing  is  exhausted  by  a 
suction  fan  to  remove  fine  dust. 
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This  housing,  with  its  axis  lengthwise,  is  bolted  firmly  to  the  center  of  a  long 
bed  plate  L,  The  two  boxes  B  ot  each  shaft  are  mounted  upon  short  bed  plates 
M,  sliding  in  guides,  which  are  in  turn  bolted  to  the  long  bed  plate  L.  This 
construction  gives  perfect  freedom  for  sliding  the  cups  with  their  shafts  and  bed 
plates  toward  the  nousing  for  taking  up  the  wear  on  bushings,  which  is  done 
about  every  five  hours  on  hard  materials,  not  for  days  on  some  soft  materials,  or 
away  from  the  central  housing  for  replacing  bushings  and  screen  blocks. 

The  wear  takes  place  on  the  ends  of  the  cups  D  and  on  the  chilled  sections  of 
the  die  ring  A.  The  former  is  made  good  by  the  use  of  replaceable  bushings, 
the  latter  by  replacing  the  die  sections  when  they  are  worn  out.  The  sizes, 
speeds,  capacities  and  power  required  are  given  in  Table  167.  On  trap,  granite 
and  quartzite,  J.  Heard,  Jr.  obtained  the  following  in  an  8-inch  mill :  Through 
8  on  10  mesh,  7.4% ;  through  10  on  20  mesh,  19.8% ;  through  20  on  30  me^ 


TABLE   167. — BTURTBVANT  MILL. 

-  J 

DUtmeterof 
Cup  Inside. 

%'<^r 

Reyolutions 
per  M iuiita. 

Horae  Power 
Required. 

Material 
Cmshed. 

SiseofFeed. 

Siae'c^Prod. 
iict 

Inches. 
8 

Tons. 

18 

78 

08 

180  to  108 

'   144  to  108 

144  to  168 

840 

840 

648to7a0 

884 

868 
.  188to860  . 

1,800 

i;»o 

1,000 
860 

80 
80 

SO 
00  to  75 

Quarts. 

Phosphate... 

Baryta. 

Copper  matte 
Phosphate... 
Tin  quartz... 
Limestone... 
Iron  ore 

Inches. 

^ 

18 

low 

16 

8 

10(a) 
80(6) 

'  4  in. 

80 

'iron  ore. 

j  Pucktown.. 

piJw^te™.' 
In.  Y.  cement 

5to6 

6to6 

6to6 
6to6 

1  »«. 
Kin. 

16 

»(a, 

(a)  Through  lU  on  60  mesh,  4M;  through  60  mesh,  603t.    (6)  Through  80  on  80  mesh,  88.5s(;  through  80  oo  40 
mesh,  7.5JC;  through  40  on  50  mesh,  10.(W;  through  60  on  60  mesh,  \,^\  through  60  c"  "^ * ^  ^^ ^" 


70  mesh,  42.90%. 


60  on  70  mesh,  16.81^;  throned 


11.6% ;  through  30  on  40  mesh,  6.0% ;  through  40  on  60  mesh,  6.0% ;  through 
60  on  60  mesh,  5.0% ;  through  60  on  70  mesh,  6.0% ;  through  70  on  80  mesh, 
1.6% ;  through  80  on  90  mesh,  1.7% ;  through  90  on  100  mesh,  2.6% ;  through 
100  on  120  mesh,  7.0%;  through  120  on  140  mesh,  6.6%;  through  140  mesh, 
22,0%. 

The  bushings  which  are  If  inches  thick  and  enter  the  die  ring  about  IJ  inches, 
wear  about  f  inch  per  20  hours  when  crushing  magnetic  iron  ore  or  quartz  in  a 
20-inch  mill.  Hoffman*'^  reports  that  one  complete  set  of  bushings  and  screen 
blocks,  weighing  1,000  pounds  for  a  20-inch  mill,  crush  4,000  to  6,000  tons  of 
Port  Henry  magnetite  corresponding  to  0.167  pounds  of  metal  worn  out  per  ton 
of  ore  crushed.  Sahlin***  claims  to  have  evidence  that  a  set  will  crush  only  600 
tons. 

The  mill  is  suited  only  for  dry  crushing  from  4  inches  down  to  20  mesh.  The 
work  of  this  mill  is  said  to  be  selective  and  acts  upon  the  minerals  somewhat  in 
proportion  to  their  hardness  and  tenacity.  For  example,  Wm.  Poster  found, 
when  working  the  tin  ore  of  Irish  Creek,  Va.,  that  the  cassiterite,  being  harder 
than  the  gangue  rock,  had  a  larger  per  cent,  of  coarser  grains  than  the  latter. 
This  favored  the  subsequent  concentration.  This  quality,  however,  in  case  of 
soft  ores  like  galena  or  chalcopyrite  would  be  adverse  to  the  mill  as  the  softer 
minerals  would  probably  slime  more  than  the  gangue. 

Cyclone  Pulverizer. 

§  242.  This  machine  consists  of  two  fans,  with  six  arms  each,  in  the  form  of 
propeller  blades  facing  one  another  and  making  from  1,000  to  3,000  revolutions 
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per  minute  in  opposite  directions.  In  the  earlier  form  the  shafts  wene  inclined 
upwurd,  in  the  later  they  are  horizontal.  The  two  fans  are  placed  a  few  inches 
apart  and  a  piece  of  ore  fed  between  them  is  batted  from  one  to  the  other,  the 
vortex  of  air  contributing  to  the  crushing  action.  The  disintegration  is  due  to 
impact.  The  chamber  in  which  the  crushing  is  done  is  in  the  form  of  two  trun- 
cated cones,  the  bases  of  which  are  united  by  a  short  cylinder;  this  is  made  of 
plate  iron  and  is  lined  with  chilled  cast  iron  liners.  The  ore  is  fed  by  roller  feed- 
ers and  is  discharged  by  a  suction  fan.  The  feed  should  be  of  nut  size.  Table 
168  shows  the  details. 

TABLE  168. — CYCLONE  PULVERIZEB. 


Slae. 

Diameter  of 
Fane. 

FanBbulee. 

Hone  Power  Run- 
ning Empty. 

Hone  Power 
Cru8liin«. 

CHMCIty  per  M  Hours. 

1. 

S. 

a 

Inohw, 
li 
M 
01 

Pounds. 
9.85 
18.8 
tt 

^ 

.?* 

Pounds. 

10,060  of  flinty  Quarts. 

M,TK>of  plumbago. 

Bessemer  steel  with  0.3  to  0.4%  carbon  has  been  adopted  as  best  material  for 
blades.  On  raw  heating  cinder  one  set  of  blades  lasted  28^000  pounds,  costing 
1^  cents  per  ton  for  wear.  The  mill  is  used  for  crushing  talc,  graphite,  slags, 
etc.,  where  very  fine  grinding  is  desired. 

Whelplet  and  Storeb  Pulvebizeb. 

§  243.  This  is  cylindrical  in  shape  with  a  horizontal  shaft  revolving  1,025 
times  per  minute.  On  it  are  four  hubs  with  six  paddles  each.  The  ore  is  fed 
at  one  end  through  a  hopper  and  passes  in  front  of  the  paddles  of  the  first  three 
wheels  in  succession,  being  broken  by  impact  against  the  paddles,  the  shell,  and 
of  particle  against  particle.  The  fourth  paddle  wheel  is  a  suction  fan  drawing 
a  blast  of  air  through  the  mill  and  discharging  the  crushed  ore  at  its  circumfer- 
ence through  a  tangential  orifice  like  that  of  fan  blowers;  15  horse  power  will 
crush  18  tons  in  24  hours,  of  which  80%  will  go  through  a  100-raesh  sieve. 

Dr.  W.  H.  Eames'  modification  of  this  mill  at  Wine  Harbor,  Nova  Scotia,  U 
50  inches  in  diameter,  makes  800  to  880  revolutions  per  minute  and  crushes 
24  tons  per  24  hours  of  hard  dry  quartz  from  2  mesh  through  80  mesh,  using  12 
horse  power.    The  wear  of  iron  is  3  pounds  per  ton. 

Vapabt's  Disinteobatob. 

§  '244.  This  consists  of  three  rapidly  revolving  horizontal  discs,  one  above  the 
other,  with  radial  fins  on  their  surfaces.  Ore  is  fed  at  the  center  of  the  top 
disc  and  is  thrown  by  centrifugal  force  against  a  surrounding  ring  and  broken 
by  impact.  The  ore  is  then  delivered  by  a  chute  to  the  center  of  the  second  disc 
and  is  thrown  out  again.  The  same  action  is  repeated  on  the  third  disc.  It  is 
claimed  that  the  impact  due  to  this  machine  can  be  so  perfectly  adjusted  that 
blende,  for  example,  may  be  broken  while  pyrite  is  not,  and  a  sieve  will  then 
separate  the  fine  blende  from  the  coarse  pyrite.  A  description  of  this  process 
of  disintegration  and  screening  as  used  at  Lintorf  is  given  in  §  615. 
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wear  or  cost  and  method  of  working. 

18.  Varth  Eng.  Inat.  Min.  d  Mech.  Eng.,  Vol.  XLIL,  (1892-3),  p.  87.    A.  6.  Charle- 

ton.    Description,  capacity,  wear  or  cost,  method  of  working  and  advantages 
and  disadvantages.    General  article  on  various  processes. 

19.  Prod.  Gold  d  Silver  in  U.  8.,  (1880),  p.  347.    Description,  capacity  and  power  of 

Paul's  arrastra 

20.  Tenth  U.  S.  Cenatu,  Vol.  XIIL,    (1880),  p.  280.    8.  F.  Emmons  and  6.  F. 

Becker.    Description,  capacity,  power,  wear  or  cost  and  advantages  and  dis- 
advantages. 
HowLAND  Mill,  No.  2. 

21.  Eng.  d  Min.  Jour.,  Vol.  XXXIV.,   (1882),  p.  211.     No  author.     Description, 

capacity  and  power. 
Amaloaicatino  Pans: 

22.  Egleston,  T.,   (1887  and  1890),  "Metollurgy,"  Vol.  L,  p.  368;  VoL  U.,  p.  526. 

Description,  capacity,  wear  or  cost  and  method  of  working,  of  several  pans. 

23.  Eissler,  M.,  (1896),  "Metallurgy  Gold,"  p.  50.    Description  and  method  of  work- 

ing, of  several  pans. 

24.  Ihid.,  (1891),  ''Metallurjp^y  Bilver,"  pp.  62,  119,  340.  Description,  capacity,  wear 

or  cost  and  method  of  working,  of  several  pans. 
26.  Gaetzschmann,  M.  F.,  (1864),  "Aufbereitung,'^  Vol.  I.,  p.  550.    Description  of  an 
old  form. 

26.  King,  Clarence,    (1870),  "Geol.   Exp.  40th  Parallel,"  Vol.  UL,  pp.   197,  218. 

Description,  capacity  and  method  of  working.    Elaborate  article,  on  several 
pans. 

27.  Lock,  A.  G.,    (1882),  "Gold,"  p.   1035.     Description,  capacity  and  method  of 

working. 

28.  Phillips,  J.  A.,  (1887),  "Metollurgy,"  p.  706.    Description,  capacity  and  method 

of  working,  of  several  pans. 

29.  Rickard,  T.  A.,  (1897),  "Stamp  Milling,"  pp.  110,  123,  172.    Description,  wear  or 

cost,  method  of  working,  of  several  pans. 

30.  Rose,  T.  K.,  (1894),  "Gold,"  p.  155.    Description  and  method  of  working. 

31.  Am.  Inst.  Min.  Eng.,  Vol.  XL,  (1874) ,  p.  169.     J.  M.  Adams.    Method  of  vrorking. 

32.  Ihid.,  Vol.  VIII.,  (1880),  p.  556.    R.  P.  Rothwell.    Capacity,  wear  or  cost  and 

method  of  working,  at  Ontario  mill. 

33.  Ihid.,  Vol.  XL,  (1882),  p.  91.    W.  L.  Austin.    Description,  capacity  and  method 

of  working,  of  Boss  system  at  Harshaw  mill. 

34.  Ihid.,  Vol.  XV.,   (1887),  p.  601.    J.  A.  Church.    Method  of  working  at  Tomb- 

stone. 
36.  Ihid.,  p.  733.    W.  Lindgren.    Method  of  working  of  Boss  system  at  Calico,  Cal. 
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38.  /5Mi.,  Vol.  XIX.,  (1890),  p.  195.    A.  D.  Hodges.    Description,  capacity,  wear  or 
cost  and  method  of  working.    Historical  article  on  Comstock  lode. 

37.  Ann.  dea  Mines,  Series  VII.,  Vol.  VI.,  (1874),  p.  28.     P.  L.  Burth4.     Description, 

wear  or  cost,  method  of  working  and  advantages  and  disadvantages,  of  the 
Varney  pan. 

38.  Berg.  u.  Uutt.  Zeit.,  Vol.  XXXIX.,   (1880),  p.  350.     T.  Egleston.     Method  of 

working. 

39.  Coll.  Eng.,  Vol.  XVII.,  (1897),  p.  344.     H.  Van  F.  Furman.    Description,  capac- 

ity, and  method  of  working.    General  article. 

40.  Engineering,  Vol.  XXVII.,  (1879),  p.  43.    T.  Egleston.    Description  and  method 

of  working. 

41.  Eng.  d  Min.  Jour.y  Vol.  XIV.,  (1872),  p.  417.    No  author.    Description  of  the 

Wheeler  pan. 

42.  Ibid.,  Vol.  XV.,  (1873),  p.  1.     No  author.    Description  of  the  Horn  pan. 

43.  Ibid.,  p.  17.    No  author.    Description  of  the  Patton  pan. 

44.  Ibid.,  Vol.  XVII.,  (1874),  p.  305.    J.  M.  Adams.    Method  of  working.    Same  as 

A.  L  M.  E.,  VoL  II.,  p.  159. 

45.  Ibid.,  Vol.  XXXI.,  (1881),  p.  179.    W.  L.  Austin.    Method  of  working  of  Boss 

system. 

46.  Ibid.,  Vol.  XXXIV.,  (1882),  p.  267.    F.  A.  Lowe.    Method  of  working  at  Bato- 

pilas,  Mexico. 

47.  Ibtd.,  p.  308.    W.  L.  Austin.    Description,  capacity  and  method  of  working.    Ab- 

stract of  A.  I.  M.  E.,  Vol.  XI.,  p.  91. 

48.  Ibid.,  Vol.  XUIL,   (1887),  p.  274.     J.  A.  Church.     Method  of  working.     Ab- 

stract of  A.  /.  AI  E.,  Vol.  XV.,  p.  601. 

49.  Ibid.,  Vol.  LI.,   (1890),  p.  205.     A.  D.  Hodges.     Description,  capacity,  wear  or 

cost  and  method  of  working.    Abstract  of  A.  /.  M.  E.,  Vol.  XIX.,  p.  195. 

50.  lUd.,  Vol.  LX.,  (1895),  p.  5GU.     L.  VV.  Tatum.     Method  of  working. 

51.  Qenie  Civil,  Vol.  XXV.,    (1894),  p.   116.     P.  Ferrand.    Method  of  working  at 

Ouro  Preto,  Brazil. 
62.  Inst.  Civ.  Eng.,  Vol.  CVJII.,  (1892),  p.  128.    A.  H.  Curtis.    Description  of  Ber- 
dan's  pan. 

53.  Min.  Ind.,  Vol.  III.,   (1894),  p.  348.     L.  Janin,  Jr.     Method  of  working. 

54.  if  in.  d  Sci.  threes.  Vol.  LlX.,  ( 188'J);  p.  2'j7.    No  author.    Description  of  the  Boss 

pan. 

55.  Prod.  Gold  d  Silver  in  U.  8.,   (1881),  p.  606.     C.  G.  Yale.     Description  of  the 

Huntington  pan. 

56.  Raymond's  Rep.,   (1870),  p.  683.     R.  W.  Raymond.    Description  of  the  several 

pans. 

57.  Ibid.,  (1871),  p.  395.     R.  VV.  Raymond.    Description,  wear  or  cost  and  method 

of  working,  of  several  pans. 

58.  Ibid.,  ( 1873),  p.  465.    R.  W.  Raymond.    Description  and  capacity,  of  several  pans. 

59.  Ibid.,  (1874),  p.  407.     J.  M.  Adams.     Method  of  working.    Same  as  A.  I.  M.  E., 

Vol.  II.,  p.  159. 

60.  Tenth  V.  8.  Census,  Vol.  XIII.,  (1880),  p.  258.     S.  F.  Emmons  and  G.  F.  Becker. 

Description,  capacity,  wear  or  cost  and  method  of  working,  of  several  pans. 

61.  Zeit.  Berg.  HUtt.  u.  Salinenwesen,  Vol.  XXVI.,  (1878),  p.  671.    Koch.    Descrip- 

tion, capacity  and  method  of  working,  on  Comstock  loae. 

Clbajv  Up  Pan: 

62.  Rose,  T.  K.,  (1894),  "Gold,"  p.  128.    Description. 

63.  Cal.  Bull.,  No.  6,  (1895),  p.  29.    E.  B.  Preston.    Description,  power  and  method 

of  working. 

64.  Coll.  Eng.,  Vol.  XVII.,   (1897),  p.  302.    H.  Van  F.  Furman.    Description. 
Geist  Mill  ob  Bithbstone  Mill: 

65.  Gaetzschmann,  M.   F.,    (1864),  "Aufbereitung,"  Vol.   I.,   p.   538.     Description, 

capacity  and  power. 

66.  Hunt.  R.,  (1884),  "British  Mining,"  p.  741.    Capacity. 

67.  Rittinger,  P.  R.  von,  (1867),  "Aufbereitungskunde,"  p.  62.     Description,  capacity 

and  power. 

68.  Am.  Inst.  Min.  Eng.,  Vol  XXI.,  (1892),  p.  587.     A.  Sahlin.     Capacity,  power  and 

wear  or  cost,  in  grinding  talc. 

Bock  Emebt  Mux: 

69.  Eng.  d  Min.  Jour.,  Vol.  LXI,  (1896),  p.  256.     No  author.    Description. 
Fbobel*s  Mill: 

70.  Preiberger  Jahrb.,    (1880),  p.  14.    A.  F.  Wappler.    Description,  capacity  and 

wear  or  cost. 
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CABVr  MlLL> 

71.  Eng,  d  Min,  Jour.,  Vol.  XLVII.,  (1889),  p.  119.    No  author.    Description. 
KoLSHOBN  &  StbecKeb's  Gundeb: 

72.  Thonlnd.  ZeiL,  Vol.  XX.,  (1896),  p.  714.    No  author.    Description. 
CuMMiNGs  Mill: 

73.  Am.  Inst.  Min.  Eng,,  Vol.   XXI.,    (1892),  p.   516.    C.   M.   Ball.    Description, 

capacity,  power  and  wear  or  cost. 
OoNC  Mill: 

74.  Qaetzschmann,   M.   F.,    (1864),   "Aufbereitung/'   Vol.    I.,  p.   567.    Description, 

capacity,  power  and  advantages  and  disadvantages. 

75.  Lamprecht,  R.,   (1888),  "Kohienaufbereitung,"  p.  8.    Description,  capacity  and 

power. 

76.  Rittinger,  P.  R.  von,  (1867),  ''Aufbereitungskunde,  p.  53.    Description,  capacity, 

power  and  wear  or  cost. 

77.  Am,  Inst,  Min,  Eng.,  Vol.  XVI.,  (1888),  p.  681.     O.  Hoffman.     Description  of  a 

modified  form  with  very  flat  cone. 

78.  Engineering,  Vol.  XV.,  ( 1873 ) ,  p.  375.    No  author.    Description  of  a  mill  without 

teeth. 

79.  Eng,  d  Min,  Jour,,  Vol.  XXII.,  (1876),  p.  296.    No  author.     Description  of  a 

form  called  Baugh's  mill. 

80.  Min,  d  8oi.  Press,  Vol.  LVIII.,  (1889),  p.  247.    No  author.    Description. 
Samplb  Obindkb: 

81.  Coll,  Eng,,  Vol.  XVII.,  (1897),  p.  267.    H.  Van  F.  Furman.    Description. 

NiOHOLAS    PULVEBIZBB: 

82.  Gaetzschmann,  M.  F.,   (1864),  "Aufbereitung,"  Vol.  I.,  p.  664.    Description  of 

several  mills  acting  on  same  principle  as  Nicholas. 

83.  Hunt,  R.,   (1884),  "British  Mining,"  p.  740.    Description,  capacity  and  power. 

Sizing  tests. 

84.  Berg,  u.  Butt,  Zeit.,  Vol.  XLIV.,   (1885),  p.  550.     B.  Kossmann.     Description, 

capacity  and  power,  compared  to  others. 

85.  Rev,  des  Mines,  Vol.  XXI.,  (1893),  p.  311.    L.  Demaret    Description,  capacity 

and  power. 
•ffgwmn.T  Mill: 

86.  Bilharz,  O.,  (1896),  "Mech.  Aufbereitung,"  Vol.  I.,  p.  126.    Description,  capacity, 

power  and  wear  or  cost. 

87.  Kunhardt,  W.  B.,  (1884),  "Ore  Dressing,"  p.  52.    Description,  capacity,  wear  or 

cost  and  water  used.    Quality  of  crushing. 

88.  Linkenbach,  C,  (1887),  "Aufbereitung  der  Erze,"  p.  42.    Description,  capacity, 

power,  wear  or  cost  and  water  used.    Comparison  with  Schranz  mill. 

89.  Berg,  u.  Butt,  Jahrb,,  Vol.  XXX.,  (1882),  p.  24.    J.  Habermann.     Sieve  atUch- 

ment. 

90.  Berg,  u,  Hutt,  Zeit,,  Vol.  XXXVII.,   (1878),  p.   159.     E.  Heberle.     Description, 

capacity,  advantages  and  disadvantages  and  water  used. 

91.  Ibid,,  Vol.  XL.,    (1881),  p.   154.    J.  Habermann.     Description  and  advantages 

and  disadvantages.    Abstract  from  Oest,  Zeit,,  Vol.  XXVIII. 

92.  Ihid,,  p.  400.    E.  Heberle.     Description,  capacity,  wear  or  cost,  advantages  and 

disadvantages  and  water  used.    Results  of  tests  for  extraction. 
03.  Ibid.,  Vol.  XLII.,   (1883),  p.  80.    No  author.     Capacity  and  wear  or  cost,  at 

Tamowitz. 
94.  Dingler's  Polyt.  Jour,,  Vol.  233,  (1879),  p.  365.    No  author.    Description. 
96.  Ibid.,  Vol.  237,  (1880),  p.  189.    No  author.    Description.    Quality  of  crushing. 

96.  Eng.  d  Min.  Jour.,  Vol.   XXXII.,    (1881),   p.   371.     E.   Heberle.     Description. 

and  capacity.    Abstract  from  B.  d  B.  Z.,  Vol.  XL.,  p.  400. 

97.  Ibid.,  Vol.  LIII.,  (1892),  p.  665.    J.  W.  Meier.     Description,  capacity,  wear  or 

cost   and  advantages  and  disadvantages.    Abstract   from   Oest,   Zeit,,  Vol. 
XXVIII. 

98.  Oest.    Zeit.,   Vol.    XXVI.,    (1878),    p.    233.    J.    Habermann.    Description   and 

capacity  of  the  Dingey  mill. 

99.  Ibid.,  Vol.  XXVIII.,    (1880),  pp.  384,  581,  596.    J.  Habermann.     Description, 

capacity,   wear   or   cost   and  water   used.    Comparison   with    stamps  and 
Dingey  mill. 
BooABDUS  Mill: 

100.  Gaetzschmann,  M.   F„    (1864),   "Aufbereitung,"  Vol.   I.,  p.   544.     Description, 

capacity,  power  and  wear  or  cost.    Elaborate  article. 

101.  Dingler's  Polyt.  Jour.,  Vol.  LVI.,    (1835),  p.  285.    No  author.    Description. 

102.  Ibid,,  Vol.  LXX.,  (1838),  p.  343    No  author.    Description. 

103.  Ibid,,  Vol.  cm.,   (1847),  p.  18.     No  author.    Description  and  advantages  and 

disadvantages. 
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104.  Ibid,,  p.  312.    No  author.    Capacity. 

105.  /bid.,  Vol.  CIV.,  (1847),  p.  18.    No  author.    Capacity  and  power. 

106.  Ibid,,  Vol.  CVI.,   (1847),  p.  15.    No  author.    Description,  capacity,  power  and 

wear  or  cost. 

CONKACK'S  PULVBBIZSB: 

107.  Hunt,  R.,   (1884),  "British  Mining,''  p.  739.    Description,  capacity,  power  and 

wear  or  cost.    Sizing  tests. 
]>ZNQE7  Mill:* 

108.  Bilharz,  O.,    (1896),  "Mech.  Aufbereitung,"  Vol.  I.,  p.    124.    Description  and 

advantages  and  disadvantages. 

109.  Hunt,  R.,  (1884),  "British  Mining,"  p.  737.    Description  and  capacity. 

110.  Kunhardt,  W.  B.,   (1884),  **Ore  Dressing/'  p.  51.     Description. 

111.  Berg,  «.  Hutt,  Jahrh,,  Vol.  XXX.,    (1882),  p.  261.    J.  Habermann.    Capacity, 

power,  wear  or  cost  and  water  used.    Comparison  with  other  mills. 

112.  Ibid.,  Vol.  XXXI.,   (1883),  p.  207.     J.  Habermann.     Capacity,  power,  wear  or 

cost  and  water  used.    Comparison  with  other  mills. 

113.  Eng.  d  Min,  Jour.,  Vol.  LIU.,  (1892),  p.  666.    J.  W.  Meier.    Description. 

114.  Inst.  Mech.  Eng.,  (1873),  p.  131.     H.  T.  Ferguson.    Description  and  capacity,  in 

ComwaU. 
116.  Zeit  Berg.  Hutt.  u.  Salinenwesen,  Vol.   XXVI.,    (1878),  p.    134.     E.   Althans. 
Description,  capacity,  power  and  advantages  and  disadvantages.    Sizing  test. 
BiTTTEB'S  Pan: 

116.  Min.  d  8ci.  Press,  Vol.  LXIIL,   (1891),  p.  285.    No  author.     Description  and 

capacity. 
Nbuebbeso's  Mill: 

117.  Dingler's  Polyt.  Jour.,  Vol.  228,  (1878),  p.  229.    No  author.    Description. 

118.  Ibid.,  Vol.  246,  (1882),  p.  46.    No  author.    Description. 
BBf}cKNEB  Ball  Mill: 

119.  Zeit.  Berg.  Hiitt.  u.  Salinenwesen,  Vol.  XXXVII.,   (1889),  p.  255,    No  author. 

Description,  capacity,  power  and  wear  or  cost. 
Obubon  Ball  Mill: 

120.  Bilharz,  O.,  (1896),  "Mech.  Aufbereitung,"  Vol.  I.,  p.  110.    Deseription,  capacity 

and  power. 

121.  Da  vies,  K  H.,  (1894),  "Mach.  MeUl.  Mines,"  p.  245.    Description. 

122.  Eissier,  M.,  (1896),  "Metallurgy  Gold,"  p.  148.    Description  and  advantages  and 

disadvantages. 

123.  Foster,  C.  Le  N.,  (1894),  "Ore  &  Stone  Mining,"  p.  557.     Description. 

124.  Kirschner,    L.,    (1898),    "Erzaufbereitung,    p.    68.     Description,    capacity    and 

power. 

125.  Eng.  d  Min.  Jour.,  Vol.  LVII.,   (1894),  p.  464.    No  author.     Description. 
Otheb  Ball  Mills  and  Txjbe  Mills: 

126.  Egleston,  T.,   (1887),  "Metellurgy,"  Vol.  I.,  p,  129.    Description,  capacity  and 

wear  or  cost,  of  ball  mills  as  a  class. 

127.  Gaetzschmann,  M.  F.,    (1864),    "Aufbereitung,"   Vol.    I.,    p.    591,    Description, 

capacity  and  power,  for  several  varieties. 

128.  Berg.  u.  Hutt.  Zeit.,  Vol.  XLVIII.,  (1889),  p.  150.    No  author.    Description  of 

Lohnert's. 

129.  Clay  Worker,  Vol.  XXVI.,   (1896),  p.  442.    No  author.     Description,  capacity 

and  power,  for  Groke's. 

130.  Dingler*s  Polyt.  Jour.,  Vol.  306,   (1897),  pp.  38,  59,  83.    L.  Sell.    Description. 

Very  complete,  describing  over  20  forms. 

131.  Inst.  Civ.  Eng.,  Vol.  CVIII.,  (1892),  pp.  124,  163,  181.    A.  H.  Curtis.   Capacity, 

power  and  advantages  and  disadvantages  of  ball  mills  as  a  class. 

132.  Min.  d  8oi.  Press,  Vol.  LXXV.,    (1897),  p.  386.     No  author.     Description  of 

Paul's. 

133.  Oest.  Zeit.,  Vol.  XXXVIII.,  (1890),  p.  284.    A.  Gmehling.    Description,  capacity 

and  power,  for  Lohnert's. 

134.  Ibid.,  Vol.  XLV..   (1897),  p.  328.    C.  BlSmeke.    Sizing  tests.  . 

135.  Stahl  u.  Eisen,  Vol.  XI..  (1891).  p.  507.    No  author.    Description  of  Ehmke's. 

136.  Thon-Ind.    Zeit.,    Vol.    XIX.,    (1895),    p.    397.      No    author.      Description    of 

Lohnert's. 

137.  Ibid.,  p.  641.    Rasch.    Description,  capacity  and  power,  of  Siller  &  Dubois. 

138.  Ibid.,  p.  642.     Foss.     Description,  capacity,  power  and  w^ear  or  cost,  of  "rohr- 

mflhle." 

139.  Ibid.,  Vol.  XX.,   (1896),  p.  860.     No  author.     Description  of  Cohn's. 

•  See  also  reference  W. 
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140.  Ihid.,  Vol.  XXL,   (1897),  p.  203.    No  author.    Description  of  Heinstein's. 

141.  Ibid.,  p.  1052.    No  author.     Description  and  advantages  and  disadvantages,  ol 

a  eluunber  mill. 

DOOOB  MiLLt 

142.  Eng.  d  Min.  Jour.,  Vol.  XLVIII.,  (1889),  p.  501.    No  author.    Description. 

143.  Ibid.,  Vol.  LXL,  (1896),  p.  613.    No  author.    Description,  capacity  and  power. 

144.  Min.  d  Soi.  Press,  VoL  LXXIIL,    (1896),  p.   71.    No  author.     Description, 

capacity  and  power. 
liOWs'B  Mill: 

145.  Egleston,  T.,  (1890),  "Metallurgy/'  Vol.  II.,  p.  420.    Description,  capacity,  power 

and  advantages  and  disadvantages. 
MiOHBLL  &  Trbgonino  Pulvekizeb: 

146.  Hunt,  R.,  (1884),  "British  Mining,"  p.  738.    Description,  capacity,  wear  or  cost 

and  water  used. 
Babtlb  Pulvbbizeu; 

147.  Rev.  dee  Minee,  Vol.  XXI.,  (1893),  p.  311.    L.  Demaret.    Description,  capacity 

and  power. 
TOBTIN  Mnx: 

148.  %leston,  T.,  (1890),  "Metollurgy,"  VoL  II.,  p.  422.    Description,  capacity  and 

power. 

149.  Oal.  Rep.,  Vol.  VI.,  (1886),  Part  2,  p.  41.    F.  B.  Morse.    Capacity,  power  and 

water  used. 

150.  Eng.  d  Min.  Jour.,  Vol.  XXXVII.,  (1884),  p.  63.    L.  Wagoner.    Description  and 

capacity.    Abstract  from  Tech.  8oo.  Pac.  Coast. 

151.  Prod.  Gold  d  Silver  in  V.  8.,  (1881),  p.  573.    C.  G.  Yale.    Description. 

152.  Teoh.  Soo,   Poo.   Coast,  Vol.   III.,    (1886),   p.   45.    L.   Wagoner.     Description, 

capacity,  sizing  tests  and  gold  extracted. 

NiAQABA  CbUSHBB: 

153.  CoU.  Guard.,  Vol.  LXX.,  (1895),  p.  652.    No  author.    Description,  capacity  and 

power. 

154.  Inst.  Civ.  Eng.,  Vol.  CVllI.,  (1892),  p.  127.    A.  H.  Curtis.    Description,  capac- 

ity and  power. 
CuBAK  Up  Bakkel: 

155.  Col.  Bull.,  No.  6,  (1895),  p.  29.    £.  B.  Preston.    Description  and  power. 
Ajlbino  OruifDiB: 

156.  Am.  Inst.   Min.  Eng.,  Vol.   XXI.,    (1892),   p.   586.     A.   Sahlin.     Description, 

capacity,  power  and  wear  or  cost. 
Fbisbbb  Luoop  Mnx: 

157.  Lock,  A.  G.,  (1882),  "Ck>ld/'  p.  1029.    Capacity  and  power. 

158.  Eng.  d  Min.  Jour.,  Vol.   XXXIV.,    (1882),  p.    147.    No  author.    Description, 

capacity  and  power,  of  the  Lucop  &  Cook  form. 

159.  Ibid.,  Vol.  XL.,   (1885),  p.  58.    No  author.    Description,  capacity  and  power. 

160.  Ibid.,  Vol.  XLIII.,  (1887),  p.  453.    No  author.     Description. 

161.  Ibid.,  Vol.  LVIII.,   (1894),  p.  320.    J.  L.  Wills.    Description. 

162.  Thon-Ind.  Zeit.,  Vol.  XIX.,  (1895),  p.  695.    No  author.    Description,  capacity, 

power  and  advantages  and  disadvantages. 
Wabing  Pulveratob: 

163.  Eng.  d  Min.  Jour.,  Vol.  XL.,  (1885),  p.  336.    No  author.     Description. 

164.  Ibid.,  Vol.  XLIL,   (1886),  p.  457.    No  author.    Description. 
Planbt  Mill: 

165.  Eng.  d  Min.  Jour.,  Vol.   XLIV.,    (1887),  p.   371.     No  author.     Description, 

capacity  and  power. 
Lion  Mill: 

166.  Davies,  E.  H.,  (1894),  "Mach.  Metol.  Mines,**  p.  241.    Description,  capacity  and 

power. 
Ctolops  Mill: 

167.  Eissler,  M.,  (1896),  "Metallurgy  Gold,**  p.  146.    Description  and  capacity. 

168.  Rose,  T.  K.,  (1894).  "Gold."  p.  155.     Description  and  capacity'. 

169.  Coll.  Eng.,  Vol.  XVII.,   (1897),  p.  266.    H.  Van  F.  Furman.    Description  and 

advantages  and  disadvantagres. 

170.  Inst,  Civ.  Eng.,  Vol.  CVIII.,  (1892),  pp.  123,  189.    A.  H.  Curtis.    Description, 

capacity  and  power. 
Thompson's  Pulverizes: 

171.  Lock,  A.  G.,  (1882),  "Gold."  p.  1029.    Capacity  and  power. 

172.  Eng.  d  Min.  Jour.,  Vol.  XXXIII.,    (1882),  p.  5.      No  author.      Deseriptioa, 

capacity  and  power. 
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Amkucan  Ball  Pulvbbizbb; 

173.  Eng,  d  Min.  Jour.,  Vol.  LIV.,  (1892),  p.  297.    No  author.    Description,  oapacit]^ 

and  power,  advantages  and  disadTantages. 

174.  Ihid,,  }fol.  LV.,   (1893),  p.  582.    No  author.    Description  and  capacity. 
Lambebton  ytiLL: 

175.  Inat.  Civ.  Eng.,  Vol.  CTVIII.,  (1892),  p.  123.    A.  H.  Curtis.    Description. 

MOBET  &  8PEBBT   PULVKBIZKB: 

170.  Eng.  d  Min.  Jour,,  Vol.  XXXV.,  (1883),  pp.  191,  209.    No  author.    Description, 
capacity,  power  and  water  used. 
Gbawtobd  liiu.: 

177.  Rose,  T.  K.,  (1894),  "Gold,"  p.  152.    Description  and  capacity. 

178.  Coll.  Eng.,  Vol.  XVII.,  (1897),  p.  266.     H.  Van  F.  Furman.    Description  and 

capacity. 

179.  Eng.  d   Min.  Jour.,  Vol.   LIV.,    (1892),  pp.   82,  99,    147,   195.    "Discussion." 

Description,  capacity,  wear  or  cost  and  advantages  and  disadvantages. 

180.  Inst.  Civ.  Eng.,  Vol.  GVIIL,  (1892),  pp.  145,  184.    A.  H.  Curtis.    Description. 

181.  Min.  d  Soi.  Press,  Vol.  LXX.,  (1895),  p.  247.    No  author.    Description,  capacity, 

power,  wear  or  cost,  advantages  and  disadvantages  and  water  used. 
PniFFEB's  Mill: 

182.  Stahl  u.  Eisen,  Vol.  XIV.,  (1894),  pp.  132,  485.    F.  W.  Ltthrmann.    Description, 

capacity,  power  and  wear  or  cost. 

183.  Thon-Ind.  Zeit.,  Vol.  XIX.,  (1895),  p.  641.  J.  Pfeiffer.    Description,  power  and 

advantages  and  disadvantages. 

184.  Zeit.  Ver.  Deut.  Ing.,  Vol.  X^QCVIII.,  (1894),  p.  1083.    J.  Pfeiffer.    Description, 

capacity,  power  and  wear  or  cost. 
MoBKL  ft  Hall's  Miix: 

185.  Inst.  Civ.  Eng.,  Vol.  CVIII.,  (1892),  p.  124.    A.  H.  CurtU.    Description. 
Jordan's  Centbifugal  Gbindeb: 

186.  Foster,  C.  I^N.,  (1894),  "Ore  ft  Stone  Mining,"  p.  557.    Description. 

187.  Rose,  T.  K.,  (1894),  "Gold,"  p.  155.     DescripUon. 

188.  Inst.  Civ.  Eng.,  Vol.  CVIII.,   (1892),  p.  124.    A.  H.  Curtis.    Description. 
Ejkksad  Ball  Mill: 

189.  Min.  d  Soi.  Press.,  Vol.  LXVL,  (1893),  p.  163.    No  author.    Description. 
Bdob  Runnebs: 

190.  Bilharz,  0.,  (1896),  "Mech.  Aufbereitung,"  Vol.  I.,  p.  76.    Description,  capacity 

and  power. 

191.  Egleston,  T.,   (1887),  "Metollurgy,"  Vol.  I.,  p.  269.     Description. 

192.  Foster,  C.  LeN.,  (1894),  "Ore  ft  Stone  Mining,"  p.  556.    Description. 

103.  Gaetzachmann,   M.   F.,    (1864),  "Aufbereitung,"   Vol.   I.,   p.    572.    Description, 

capacity  and  power. 
194.  Hunt,  R.,   (1884),  "British  Mining,"  p.  741.     Capacity. 
196.  Rittinger,  P.  R.  von,    (1870),  "Erster  Nachtrag/'  p.  9.    Description,  capacity, 

power  and  wear  or  cost. 

196.  Am.  Inst.  Min,  Eng.,  Vol.  VI.,   (1877),  p.  518.     R.  H.  Richards.    Description 

of  a  laboratory  form. 

197.  Ibid.,  Vol.  XVI.,    (1888),  p.  753.    T.  A.  Blake.    Description,  capacity,  power 

and  wear  or  cost.    Quality  of  crushing  at  Haile  gold  mine. 

198.  Ihid.,  Vol.  XXIV.,    (1894),  p.  113.    O.  F.  Pfordte.    Description  and  capacity, 

at  Cerro  de  Pasco,  Peru. 

199.  Clay  Worker,  Vol.  XXIII.,  (1895),  p.  48.  No  author.    Description  and  capacity. 

200.  CoU.  Eng.,  Vol.  XVII.,   (1897),  p.  266.    H.  Van  F.  Furman.    Description  and 

capacity. 

201.  Eng,  d  Min.  Jour.,  Vol.  XXIV.,  (1877),  p.  472.    R.  H.  Richards.     Description. 

Same  as  A.  I.  M.  E.,  Vol.  VI.,  p.  518. 

202.  Hid.,  Vol.   XXXIII.,    (1882),  p.   104.    M.   Rul.    Description  and   capacity,  at 

Guanaxualo,  Mexico. 

203.  /ron.  Vol.  XXXVIII.,  (1891),  p.  357.    No  author.    Description. 

204.  Tenth  U.  8.  Census,  Vol.  XIII.,    (1880),  p.  394.    S.  F.  Emmons  and  G.  F. 

Becker.    Description. 
Bbtan  linx: 

206.  Cat.  BuU.,  No.  6,  (1895),  p.  62.    E.  B.  Preston.    Description,  capacity,  power, 
wear  or  cost  and  method  of  working. 

206.  Coll.   Eng.,   Vol.    XVII.,    (1897),   p.    266.    H.    Van    F.    Furman.    Description, 

capacity  and  power. 

207.  Inst.  Civ.  Eng.,  Vol.  CVIII.»   (1892),  p.  118.    A.  H.  Curtis.    Description  and 

capacity. 
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208.  Min.  d  8ci.  Press,  Vol.  LXVI.,  (1893),  p.  339.    No  author.    Capacity. 

209.  Ibid.,  Vol.  LXX.,  (1895),  p.  193.  No  author.    Description,  capacity,  power,  wear 

or  cost  and  advantages  and  disadvantages. 

210.  Oest.  Zeit.,  Vol.  XXJCYIL,   (1889),  p.  83.    H.  Stefan.    Description,  capacity, 

power  and  wear  or  cost. 
LaNOLET'8  Cbushes: 

211.  Eng,  d  Min,  Jour.,  Vol.  LX.,  (1896),  p.  81.    No  author.    DescripUon,  capacity 

and  power. 

212.  Ihid.,  p.  582.    No  author.    Description,  capacity  and  power. 
MDUUXii'8  Mill: 

213.  Eng.  d  Min.  Jour.,  Vol.  LX.,  (1895),  pp.  517,591.     No  author.    Description  and 

capacity. 

214.  Min.  d  8ci.  Press,  Vol.  LXX.,   (1895),  p.  312.    No  author.     Description  and 

capacity. 

WlSWEEX  PULVI9KIZKB: 

215.  Eng.  d  Min.  Jour.,  Vol.  XXXIX.,  (1885),  p.  403.    No  author.    Description  and 

advantages  and  disadvantages. 

216.  Ibid.,  Vol.  XLII.,   (1886),  p.  25.    No  author.    Description  and  advantages  and 

disadvantages. 

217.  Min.  d  8ci.  Press,  Vol.  L.,  (1885),  p.  153.    No  author.    Description  and  advan- 

tages and  disadvantages 
Hanctin'b  Mill: 

218.  Iron,  Vol.  VI.,   (1875),  p.  200.    No  author.    Description,  capacity  and  power. 
WOOD'9  Mux: 

219.  Iron,  Vol.  XL.,  (1892),  p.  68.    No  author.    Capacity. 
Compound  Eoobstonb  Mill: 

220.  Iron,  Vol.   XXXVII.,   (1891),  p.   137.    No  author.    Description,  capacity  and 

power. 
ScHBANZ  Mnxc 

221.  Kirschner,  L.,   (1898),  "Erzaufbereitung,"  p.  62.    Description,  capacity,  power, 

wear  or  cost  and  water  used.    Sizing  test. 

222.  Kunhardt,  W.  B.,  (1884),  "Ore  Dressing,"  p.  55.    Description,  capacity,  power 

and  water  used. 

223.  Ann.  des  Mines,  Series  VIII.,  Vol.  XX.,  (1891),  p.  18.    M.  Bellom.    Description, 

capacity,  power  and  wear  or  cost. 

224.  Berg.  u.  Uutt.  Jahrb.,  Vol.  XXXI.,  (1883),  p.  207.    J.  Habermann.     Description, 

capacity,  power  and  wear  or  cost.    Comparison  with  other  mills. 

225.  Berg.  u.  mtt.  Zeit.,  Vol.  XL.,  ( 1881 ) ,  p.  357.    C.  BlOmeke.    Capacity,  power  and 

wear  or  cost.    Comparison  with  stamps. 

226.  Ibid.,  Vol.  XLIII.,   (1884),  pp.  281,  297.     C.  Bl5meke.     Description,  capacity, 

power,  wear  or  cost  and  water  used.    Comparison  with  roll  and  other  mills. 

227.  Ibid.,  Vol.  XLVIL,  (1888),  p.  341.    K.  von  Reytt.    Power. 

228.  Dingler's  Polyt.  Jour.,  Vol.  238,    (1880),  p.  388.     No  author.     Description. 

229.  Eng.  d  Min.  Jour.,  Vol.  XXXII.,    (1881),  p.  252.    C.  BlOmeke.    Abstract  of 

B.  d  E.  Z.,  Vol.  XL.,  p.  367. 

230.  Ibid.,  Vol.  LIII.,  (1892),  p.  665.    J.  W.  Meier.    Description. 

231.  Inst.  Civ.  Eng.,  Vol.  CVIIL,   (1892),  p.  183.    A.  H.  Curtis.    Description. 

232.  North  Eng.  Inst.  Min.  d  Mech.  Eng.,  Vol.  XLIII.,    (1893-4),  p.   342.    A.  G. 

Charleton.    Description,  capacity,  power  and  water  used.     Sizing  tests. 

233.  Oest.  Zeit.,  Vol.  XXXVI.,  (1888),  p.  247.    K.  von  Reytt.    Capacity  and  power. 

Sizing  tests. 

234.  8ch.  Mines  Quart.,  Vol.  XIV.,  (1892),  p.  218.    M.  Bellom.    Description,  capacity, 

power  and  wear  or  cost.    Same  as  Ann.  des  Mines^  Vol.  XX.,  p.  18. 

235.  Zett.  Ver.  Deut.  Ing.,  Vol.  XXV.,  (1881),  No.  5. 
KzNKKAD  Mill: 

236.  Min.  d  8ei.  Press,  Vol.  LXXII.,   (1896),  p.  61.    No  author.    Description  and 

capacity. 
LlOHTNEB  Mill: 

237.  Min.  d  8ci.  Press,  Vol.  LXX.,  (1895),  p.  149.    No  author.    Description. 
HuiHTiJVOTON  Mux: 

238.  Bilharz,  O.,  (1896),  "Mech.  Aufbereitung,"  Vol.  L,  p.  126.    Description,  capacity 

and  power. 

239.  Davies,  E.  H.,  (1894),  "Mach.  Metal.  Mines,"  p.  237.    Description  and  advantages 

and  disadvantages. 
,    240.  Egleston,  T.,  (1890),  "Metollurgy,"  Vol.  U.,  p.  414.    Description,  capacity,  wear 
or  cost  and  advantages  and  disadvantages. 
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241.  Eieder,  M.,  (1896),  "Metallurgy  Gold,"  p.  135.    Description. 

242.  Foster,  C.  LeN.,  (1894),  "Ore  A  Stone  Mining,"  p.  562.    Deacription  of  the  Pax- 


mill. 

243.  Louie,  H.,   (1894),  "Gold  Milling,"  p.  258.    Description,  capacity,  power  and 

advantages  and  disadvantages. 

244.  Rose,  T.  K.,  (1894),  ''Gk)ld,"  p.  148.    Description,  capacity,  power,  wear  or  cost 

and  advantages  and  disadvantages. 

245.  Am.  Inst.  Min.  Eng.,  Vol.  XXVI.,  (1896),  p.  623.    C  W.  Goodale.    Compared 

with  rolls. 

246.  Berg.  u.  Hutt.  Zeit.,  VoL  XLIX.,   (1890),  p.  61.    T.  Rauft    Description  and 

advantages  and  disadvantages. 

247.  ecu.  BuU.,  No.  6,  (1895),  p.  60.    E.  B.  Preston.    Description,  capacity,  power, 

method  of  working  and  advantages  and  disadvantages. 

248.  Coll.  Eng.,  Vol.   XVII.,    (1897),   p.    266.    H.   Van   F.    Furman.    Description, 

capacity,  power  and  method  of  working. 

249.  Engineering^  Vol.  L.,  (1890),  p.  421.    No  author.    Description  of  the  Paxman 

mill. 
260.  Inst.  Civ.  Eng.,  Vol.  CVIII.,  (1892),  pp.  119,  136,  154,  195,  199.    A.  H.  Curtis. 

Description,  capacity,  power  and  wear  or  cost.    Compared  to  stamps. 
251.  if  til.  d  8oi.  Preaa,  Vol.  LXIX.,  (1894),  p.  97.    No  author.    Latest  improvements. 

262.  North  Eng.  Inst.  Min.  d  Mech.  Eng.,  Vol.  XLIII.,    (1893-4),  p.  343.    A.   G. 

Charleton.    Capacity,  wear  or  cost,  method  of  working  and  advantages  and 
disadvantages. 

263.  Zeit.  Ver,  Deut.  Ing:,  Vol.  XXXVI.,  (1892),  p.  7.    W.  Schulz.    Capacity,  power 

and  wear  or  cost. 

264.  /5uf.,  Vol.  XXXVIII.,  (1894),  p.  52.    C.  Schnabel.    Capacity,  power  and  method 

of  working. 

HOWLAND  PULVBBIZEB,   NO.    1: 

255.  Lock,  A.  G.,   (1882),  "Gold,"  p.  1026.    Description,  capacity  and  power. 
266.  Dingler'8  Polyt,  Jour.,  Vol.  241,   (1881),  p.  100.    No  author.     Description  and 
capacity. 

257.  Eng,  d  Min.  Jour.,  Vol.  XXXI.,  (1881),  p.  161.    No  author.    Description,  capac- 

ity and  power. 

258.  Inst.  Civ.  Eng.,  Vol.  CVIII.,  (1892),  p.  127.    A.  H.  Curtis.    Description. 
Nabod  Pxtlvebizeb: 

259.  Eng.  d  Min.  Jour.,  Vol.   XLIX.,    (1890),  p.  732.     No  author.     Description, 

capacity  and  power. 
Pbopfe  Mnx: 

260.  CoU.  Guard.,  Vol.  LXXI.,    (1896),  p.  846.     Kosmann.    Description,  capacity, 

power  and  wear  or  cost. 

261.  nnd..  Vol.  LXXIV.,  (1897),  p.  165.    No  author.    Description,  capacity  and  wear 

or  cost. 

262.  Thon-Ind.  Zeit.,  Vol.  XX.,    (1896),  p.  581.     Kosmann.     Description,  capacity, 

power  and  wear  or  cost. 
Fbdhebbbo  Mux: 

'263.  Coll.  Guard.,  Vol.  LXXI.,  (1896),  £.  846.  Kosmann.    Description,  capacity  and 
power. 

TBBGONinO  PULVEBIZEB: 

264.  Rev.  des  Mines,  Vol.  XXL,  (1893),  p.  310.    L.  Demaret    Description,  capac'ty 
and  nower. 
Qawwm  Rollbb  mill: 

266.  Bilharz,  O.,    (1896),  "Mech.  Aufbereitung,"  Vol.  I.,  p.   125.      Description  and 
capacity. 

266.  Am.  Inst.  Min.  Eng.,  Vol.  XXI.,  (1892),  p.  587.    A.  Sahlin.    Capacity  and  power. 

Compared  with  Buhrstone  mill  and  Qyclone  pulverizer. 

267.  Col.  BuU.,  No.  6,  (1895),  p.  64.    E.  B.  Preston.    Description  and  capacity. 

268.  CoU.  Eng.,  Vol.  XVII.,  (1897),  p.  267.    H.  Van  F.  Furman.    Description. 

269.  Eng.  d   Min.   Jour.,   Vol.   XLIX.,    (1890),   p.    589.    No   author.    Description, 

capacity  and  power. 

270.  lUd.,  Vol.  LV.,  (1893),  p.  510.    No  author.    Description. 

271.  Iron  Age,  Vol.  L.,  (1892),  p.  1036.    No  author.    Description. 

272.  Thon-Ind.  Zeit.,  Vol.  XVIIL,    (1894),  p.  425.      M.   Gam.      Description  and 

capacity. 

273.  md..  Vol.  XIX.,   (1895),  p.  103.    No  author.    Description  and  capacity. 

274.  md.,  p.  628.    Goslich.    Description,  capacity,  power  and  wear  or  cost    Com- 

pared with  Buhrstone  mill. 

275.  /McL,  VoL  XX.,  (1896),  p.  727.    No  author.    Where  used. 
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Cabb  Dibintsobatob: 

276.  Bilharz,  O.,  (1896),  '*Mech.  Aufbcreitung,"  VoL  I.,  p.  87.    Deeeription,  capMity, 

power  and  advantages  and  disadvantages. 

277.  Foster,  C.  LeN.,  (18^4),  '*Ore  &  8tone  Mining/'  p.  659.    Description. 

278.  GaetzBchmann,  M.   F.,    (1872),  "Aufbereitung,"  Vol.  II.,  p.  657.     Description. 

capacity,  power  and  advantages  and  disadvantages. 

279.  GU>upilli^re,  Haton  de  la,    (1885),  ^'Exploitation  des  Mines,"  Vol.  II.,  p.  706. 

Description,  capacity  and  power. 

280.  Hunt  K.,    (1884),  "British  Mining,"  p.  742.    Description,  capacity  and  power, 

lor  copper  ores. 

281.  Lamprecht,  R.,  (1888),  "Kohlenaufbereitung,"  p.  11.    Description,  capacity  and 

power,  for  coal. 

282.  Rittinger,  P.  R.  von,  (1873),  "Zweiter  Nachtrag,"  p.  10.    Description,  capacity 

f^nd  power. 
2im.'Afm.-dc9  Mines,  Series  VII.,  Vol.  VI.,  (1874),  p.  363.    A.  Pernolet    Description. 

capacity  and  power.    Compared  with  rolls. 
284.  Buil.   aoo.   d'Encourag,,   Vol.   XVI.,    (1869),   p.   656.     M.   Carr.     Description. 

capacity  and  power,  for  coal. 
286.  Bull.  Soo.  Ind,  if  in..  Vol.  XV.,  (1869-70),  p.  557.    No  author.    Description  and 

advantages  and  disadvantages. 

286.  Ibid.,  p.  569.    F.  Robert.    Capacity,  power  and  wear  or  cost,  at  Ahun  collieries. 

287.  CoU.  Guard,,  Vol.  LXXII.,   (1896),  p.  1028.    J.  Gilchrist.    Used  for  coaL 

288.  Dingler'8  Polyi,  Jour,,  Vol.  201,    (1871),  p.   387.      P.   Haurez.       Description, 

capacity,  power  and  advantages  and  disadvantages,  for  coal. 

289.  Engineering,  Vol.  XIII.,  (1872),  p.  98.    T.  Carr.    Description  and  capacity,  for 

flour. 

290.  Min.  Ind.,  Vol.  V.,  (1896),  p.  153.    R.  Cremer.    Used  for  coal. 

291.  Rev.  dee  Mines,  Vol.  XXVil.,  (1870),  p.  623.    P.  Haures.    Description,  capacity, 

power  and  advantages  and  disadvantages,  for  coal. 
Bbink  ft  HObneb  Disintbobatob: 

292.  Kunhardt,  W.  B.,   (1884),  "Ore  Dressing,"  p.  54.    Description,  capacity,  power 

and  wear  or  cost.    Comparative  tests  with  other  mills. 

293.  Berg.  u.  Mutt.  Jahrb.,  Vol.  XXX.,  (1882),  p.  261.    J.  Habermann.    Description, 

capacity  and  power.    Comparative  tests  with  other  mills. 
Stedman  Disintegbatob: 

294.  Eng.  d  Min.  Jour.,  Vol.  LVIII.,   (1894),  p.  129.    No  author.    Description. 
Stubtevant  Mill: 

295.  Foster,  C.  LeN.^  (1894),  "Ore  ft  Stone  Mining,"  p.  563.    Description. 

296.  Am.  Inst.  Min.  Eng.,  Vol.  XX.,  (1891),  p.  576.    W.  U.  Hoffman.    Capacity  and 

power,  at  Croton  iron  mines. 

297.  Ibid.,  p.  602.     W.  U.  Hoffman.    Capacity,  power  and  wear  or  cost,  on  magnetite. 

298.  Ibid.,  Vol.  XXI.,  (1892),  p.  126.     W.  H.  Hoffman.    Description,  capacity,  power 

and  wear  or  cost,  at  Croton  iron  mines. 

299.  Ibid.,  p.  521.    A.  Sahlin.    Capacity,  power  and  wear  or  cost.    Compared  to  rqlls. 

300.  Ibid.,  p.  530.    S.  R.  Krom.    Capacity,  power  and  wear  or  cost.    Compared  to 

rolls. 

301.  Ibid.,  p.  533.    "Discussion."    Capacity  and  power.    Dynamometer  tests. 

302.  Am.  Mfr.,  Vol.  XLIX.,  p.  468.    Description,  capacity  and  power. 

303.  Eng.  d  Min.  Jour.,  Vol.  XXXVIII.,   (1884),  p.  244.     No  author.     Description, 

capacity  and  power. 

304.  Ibid.,  Vol.  XXXIX.,  (1885),  pp.  189,  204,  240,  269,  276.    J.  Heard,  Jr.    Capacity 

and  advantages  and  disadvantages.    Sizing  tests. 

305.  Inst.  Civ.  Eng.,  Vol.  CVIII.,  (1892),  pp.  126,  153.    A.  H.  Curtis.    Capacity  and 

power. 

306.  North  Eng.  Inst.  Min.  A  MeoK  Eng.,  Vol.  XLIII.,    (1893-4),  p.   343.    A.  G. 

Charleton.    Description,  capacity,  power  and  wear  or  cost.    Sizing  tests. 
Ctclone  Pulvebizeb: 

307.  Foster,  C.  LeN.,  (1894),  "Ore  ft  Stone  Mining,"  p.  563.    Description. 

308.  Am.  Inst.  Min.  Eng.,  Vol.  XX.,  (1891),  p.  387.    A.  Sahlin.  Description  and  wear 

or  cost. 

309.  Ibid.,  p.  589.    "Discussion."    Discussion  of  uses. 

310.  Ibid.,  Vol.  XXL,  (1892),  p.  587.    A.  Sahlin.    Capacity  and  power.    Compared  to 

other  mills. 

311.  Eng.   d   Min.  Jour.,  Vol.   XLIII.,    (1887),   p.    312.    No   author.    Description, 

capacity  and  power. 

312.  Ibid.,  VoL  LVIII.,  (1894),  p.  296.    J.  T.  Donald.    Cyclone  Fibreizer. 


PULVBB1ZBR8  OTHER  THAN  GRAVITY  8TAMP8.  299 

313.  Inat.  Civ.  Eng.,  Vol.  CVIII.,  (1892),  p.  126.    A.  H.  Curtis.    Deflcription,  capacitj 

and  power. 

314.  Oeat.  Zeit,,  Vol.  XXXVIII.,  (1890),  p.  582.    No  author.    Description,  capacity, 

power  and  advantages  and  disadvantages. 
316.  Rev.  dea  Ifines.,  VoL   XVIII.,    (1892),   p.   272.    A.   Oillon.    Description   and 
capacity. 
LiBVIATHAir  PuLvnozKB: 

316.  InaU  Civ.  Eng.,  Vol.  CVIII.,  (1892),  p.  126.    A.  H.  Curtis.    Description. 
MnHE's  Pulvebizeb: 

317.  Berg.   u.   HUtt.   Zeit^  VoL   XL.,    (1881),   p.   407.    No   author.     Description. 

318.  Dingler^s  Polyt.  Jour.,  Vol.  240,  (1881),  p.  430.    No  author.    Description. 
JoBDAif's  Pulvebizeb: 

319.  Lock,  A.  G.,  (1882),  "(Sold,"  p.  1028.    Description. 

320.  Uunt,  R.,    (1884),  "British  Mining,"  p.  740.    Description. 
Whelplbt  &  Stobeb  Pulvebizeb: 

321.  Gaetzschmann,  M.   F.,    (1872),  "Aufbereitung/'   p.   056.    Description,   capacity 

and  power. 

322.  Berg.  u.  UUii.  Zeit.,  Vol.  XXXI.,    (1872),  p.  410.    No  author.     Description, 

capacity,  wear  or  cost 
Walkeb  Pulvebizeb: 

323.  Dingler'a  Polyi.  Jour.,  Vol.  253,  (1884),  p.  111.     No  author.     Description. 

324.  Eng.  ds  Min.  Jour.,  Vol.  XXXVII.,    (1884),  p.  368.     No  author.     Description, 

capacity  and  wear  or  cost 
KTKBSOir  Pulvebizeb: 

325.  Eng.  d  Min.  Jour^  Vol.  XXX.,   (1880),  p.  397.     W.  H.  Winslow.    Description 

and  capacity. 

SOHLBUDEBMt)llLE : 

326.  Gaetzschmann,  M.  F.,    (1872),  "Aufberettung,"  p.  654.    Description,  capacity, 

power  and  advantages  and  disadvantages. 

327.  Rittinger.    P.    R.    von,     (1867),    "Aufbereitungskunde,"    p.    56.      Description, 

capacity,  power  and  wear  or  cost. 
Vapabt  Disinteobatob: 

328.  Foster,  C.  LeN.,  (1894),  "Ore  ft  Stone  Mining,"  p.  607.    Separating  pyrite  from 

Mende. 

329.  QoupilliJ^re.  Baton  de  la,    (1885),  "Exploitotion  des  Mines,"  Vol.  II.,  p.  707. 

Description.    Mathematical  discussion. 

330.  Berg.  u.  Uiitt.  Zeii.,  Vol.  XL.,   (1881),  p.  294.    No  author.     Description  and 

capacity.    Separating  pyrite  from  blenae. 

331.  Ibid.,  Vol.  XLI.,  (1882),  p.  163.     No  author.    Description.     Separating  pyrite 

from  blende. 

332.  Ihid.,  Vol.  XLIL,   (1883),  p.  68.    No  author.    Description.     Separating  pyrite 

from  blende. 
333.' BuU.  Soo.  Ind.  Min.,  Series  II.,  Vol.  IX.,  (1880),  p.  391.    E.  Cordier.    Descrip- 
tion, capacity,  power  and  wear  or  cost.    Mathematical  discussion  of  blow. 

334.  Engineering,  Vol.  XXXII.,  (1881),  p.  329.    No  author.    Separating  pyrite  from 

blende. 
Obotin  Pulvebizeb: 

335.  Eng.  d  Min.  Jour.,  Vol.  XXXIX.,   (1885),  p.  387.     No  author.     DeseriptioD, 

capacity,  power  and  wear  or  cost 
Pboobessive  Pulvebizeb: 

336.  Eng.  d  Min.  Jour.,  Vol.  XL.,.  (1885),  p.  23.    No  author.    Description. 
Bolzen-MOhle: 

337.  Berg.  u.  Hutt.  Zeit.,  Vol.  XLVIIL,  (1889.),  p.  330.    No  author.    Description. 
Magio  Cbusheb: 

338.  Eng.  d  Min.  Jour.,  Vol.  LVI.,  (1893),  p.  323.    No  author.    Description. 
Pneumatio  Pulvebizeb: 

339.  Berg.  u.  Hutt.  Zeit.,  Vol.  XLIL,  (1883),  p.  391.  No  author.     Description  and 

capacity. 

340.  Engineering,  Vol.  XUV.,  (1887),  p.  38.    No  author.    Description,  capacity  and 

power. 

341.  Eng.  d  Min.  Jour.,  Vol.  XXXIV.,  (1882),  p.  270.    No  author.    Description  and 

capacity. 

342.  Tbid.,  Vol.  XLIIL,  (1887),  p.  165.    No  author.    Description  and  capacity. 

343.  Industrial  Rev.,  Vol.  I.,  (1886),  p.  56.     Description. 

344.  Iron  d  Steel  Inst.,    (1882),   Part   I.,   p.   243.     No  author.     Description    and 

capacity.  

345.  Inat.  Civ.  Bug.,  Vol.  CVIIL,  (1892),  p.  125.    A.  H.  Curtis.    Description. 


CHAPTER  VIL 

LAWS  OF  CRUSHING. 

§  245.  In  discussing  this  question  of  crushing  under  different  conditions  there 
are  four  lines  to  be  considered: 
(a)  Compressive  strength  of  stone. 
(6)  Extent  of  crushing  desirable. 

(c)  Work  or  power  required  for  crushing. 

(d)  Comparison  of  various  ipachines. 

There  are  also  four  ways  that  the  force  may  act  in  crushing  rock:  (1)  By 
direct  pressure  as  in  rolls  where  there  is  a  strong  force  acting  at  low  velocity; 
(2)  by  ^  blow  on  an  anvil  as  in  stamps  where  there  i^  a  medium  force  acting  at 
a  moderate  velocity;  (3)  by  a  blow  in  space  as  in  the  Carr  Disintegrator  where 
there  is  a  weak  force  acting  at  high  velocity;  (4)  by  grinding  as  in  the  amal- 
gamating pan.  In  the  first  three  cases  the  force  acts  perpendicularly  to  the  sur- 
face to  produce  rupture  by  compression ;  in  the  last  case  it  acts  obliquely  produc- 
ing rupture  by  compression  combined  with  shearing. 

CoMi>iiE8BiyE  Strength  op  Stone. 

§246.  Watertown  Arsenal  Tests. — A  summary  of  tests  on  cubes  at  the 
Watertown  Arsenal  between  the  years  1884  and  1894  is  given  in  Table  169. 


table  169. — watertown  arsenal  tests  on  stone. 


Number  of  Testa. 

Compressive  Strength  in  Pounds  per  Square  Inch. 

.     Kind  of  Rock. 

Maximum. 

Minimum. 

Average. 

SiftDdBtone 

12 
11 

1 
S 

10,688 
14,500 
20,416 
81,566 

1,916 

6,06S 
20,415 
12.876     • 

6,748 
11  396 

Liiimton6  r-Tfttr--,-,--- 

Granite 

90,4]6 

Quartsite 

80.716 

The  cubes  were  of  various  sizes,  but  it  has  been  found  that  the  crushing 
strength  per  square  inch  does  not  seem  to  depend  upon  the  size  of  the  specimen, 
but  rather  upon  the  shape.     To  illustrate  this,  Table  170  shows  Watertown 


TABLE  170. — watertown  ARSENAL  TEST  ON  HAVERSTRAW   SANDSTONE. 


Cubes. 

Prisms.                                  1 

Ck)mpre88ive 

Compressive 

Size. 

Strength  per 
Square  Inch.* 

Section. 

Length. 

Strength  per 
Square  Inch. 

Inches. 

Pounds. 

Inches. 

Inches. 

Pounds. 

Izlzl 

7,088 

4x4 

1 

16,428 

6,004 

4x4 

2 

8,088 

8x8x8 

6,246 

4x4 

8 

6,678 

4x4x4 

5,962 

8x8 

J 

9,687 

6x5x5 

6,467 

8x8 

8,550 

6x6x0 

7.865 

8x8 

5 

7,768 

7x7x7 

6,156 

8x8 

6 

6,584 

8x8x8 

6,272 

8x8 

7 

6,618 

9x9x2 

6,585 

10x10x10 

6,684 

11x11x11 

6,418 

*  Average,  6,4V7. 
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Arsenal  tests  on  yarious  sizes  of  cubes  and  prisms  of  Haverstraw  sandstone. 
Each  value  in  the  case  of  cubes  is  an  average  of  four  tests  while  those  for  prisms 
are  averages  of  two  tests.  The  cubes  are  very  nearly  of  equal  strength  per 
square  inch  while  the  strength  of  the  prisms  increases  as  the  length  of  the  prisms 
decreases.  It  will  also  be  noticed  that  here,  as  in  cubes,  those  pieces  of  similar 
shape  but  different  size  have  the  same  strength  per  square  inch;  compare  the 
8X8X4  with  the  4X4X2,  also  the  8X8X6  with  the  4X4X3.  Unfortunately 
the  series  does  not  extend  to  the  case  where  the  length  is  greater  than  the  diame- 
ter, but  it  is  to  be  presumed  that  the  law  still  holds  good. 

The  method  of  testing  is  of  great  importance  in  obtaining  the  compressive 
strength.  The  maximum  strength  is  obtained  where  the  sample  has  smooth 
faces  which  bear  evenly  against  the  smooth  pole  faces  of  the  testing  machine. 
Thus  a  2-inch  cube  of  freestone  (sandstone)  from  Kanawha,  Virginia,  gave  a 
strength  of  9,429  pounds  per  square  inch  when  the  force  was  applied  to  its  faces, 
but  only  8,604  pounds  (calculated  on  the  same  sectional  area)  when  the  force 
was  applied  to  two  diagonally  opposite  edges. 

§  247.  German  Tests. — ^Very  exhaustive  sets  of  tests  on  various  rocks  under 
different  conditions  have  been  made  abroad  at  Miinich  and  Berlin.  Summaries 
of  them  are  given  in  Tables  171  and  172.  Including  so  many  tests,  as  they  do, 
they  are  of  great  value.  These  tests  were  made  on  cubes  which  were  as  a  rule 
6  cm.  in  diameter.  The  great  differences  shown  between  the  maximum  and 
minimum  are  to  be  expected  when  one  considers  that  the  stones  tested  came  from 
different  localities  and  varied  greatly  in  quality.  Where  stones  from  only  one 
locality  are  tested,  for  example  as  in  Table  170,  no  such  differences  occur.  All 
the  values  are  for  stones  that  are  air  dry.  In  the  original  reports  however, 
values  are  given  in  many  cases  for  the  strength  when  wet  and  also  when  frozen 
both  in  air  and  in  water.    Tbere  is  little  difference  between  wet  and  dry,  but 

TABLE   171. — SUMMABT  OP  TESTS  AT  BERLIN. 


Class  of  Stone. 

Number  of 
Stones  Tested. 

(V^mpressiye  Strength  in  Pounds  per 
Square  Inch. 

Maximum. 

Minimum. 

Ayerage. 

Sandstone 

219 
268 
184 
11 
91 
8 
6 
20 
4 
9 
6 

28,218 
30,280 
28,669 
24,260 
48,218 
28,669 
21,818 
15,045 
26,874 
16,646 
22,046 

768 
4,H60 
8,877 
8.888 

11,904 
8,818 
7,986 

14,109 
4,409 
5,969 

7,894 
8.648 
17,687 
18,754 
26,887 
21.849 
18,7M 
11.194 
17,840 
8,704 
12,580 

Limeiitone 

QraDiter ,,-».,,,  t 

Quartxite 

PiMT>hvrv. 

Banalt 

0iorite 

Slate 

Serpentine 

Tralchyte 

AuRlte 

TABLE 

172. — SUMMARY  OP  TESTS  AT  MUNICH. 

Class  of  Stone. 

Number  of 
Stones  Tested 

CompressiTe  Strength  in  Pounds  per 
Squarelnch. 

Maximum. 

Minunum. 

ATerage. 

SandstODA 

176 
41 
41 
12 

29,802 
22,752 
81,426 
18,486 

1.828 
1,450 
7,750 
6,5tf 

6,704 
10,811 
18,754 
10,784 

TJmfwtone 

Granite 

Dolomite  "tr 

frozen  stone  almost  always  runs  a  little  lower  in  strength  per  square  inch  than 
that  which  is  not  frozen.  In  many  cases  the  transverse  strength  was  taken. 
This  was  generally  found  for  square  beams  to  be  considerably  less  than  half  of 
the  compressive  strength.  The  relative  strength  of  cubes  and  prisms  of  a  sample 
of  sandstone  and  also  of  limestone,  both  air  dry,  are  shown  in  Table  173. 
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TABLE  173. — STHENOTH  OF  CUBES  AND  PBI8HS  TESTED  AT  BERLIN. 


Kind  of  Rock. 

Slsse  of  Piece 

Tested,  (a) 

cm. 

Number  of 
Testa 

Ck>mpreB8ive  Strength  lu  Pounds  per 
Square  Inch. 

Maximum. 

Minimum. 

Averaice. 

Sandstone , 

10x10x6 
6x6x6 

10x10x60 

7.1x7.1x4 
6x6x6 

10x10x80 

10 
10 
10 
10 
10 
6 

18.931 
15.218 
12,678 
12,672 
8,818 
6.742 

17.007 
18,227 
7.W2 
12,047 
8.1«4 
6,848 

18,476 

Sandstone 

14.4P1 

Sandstone ■•••• 

10041 

Limestone 

12,860 

Limestone 

8,448 

Limestone 

tJSA 

(a)  The  ienffth  is  glTen  last. 

Table  174  shows  how  in  stratified  rocks  the  strength  is  less  when  the>  are 
tested  parallel  than  when  tested  perpendicular  to  the  bedding  planes. 

TABLE  174. — STRBNQTH  PARALLEL  AND  PERPENDICULAR  TO  THE  BEDDING  PLANES 

TESTED  AT  BERLIN. 


Kind  of 
ifiock. 

of  Pressure. 

Slae  of  Piece 
Tested,  (a) 

Number 
ofTMts. 

OompressiTe  Strength  in  Pounds  per 
Square  Inch. 

Maximum. 

Minimum. 

Averaga 

Rlate 

Slate 

Limestone.. 
Limestone.. 
Limestone. 
Limestone.. 

ParaUeltobed 

Paralleltobed 

Perpendicular  to  bed. 

Paralleltobed 

Perpendicular  to  bed. 

6x6x6 
6x6x6 

6x6x6 
10x10x6 
10x10x6 

10 
10 
10 
10 
8 
10 

10,588 
16,645 
6,860 
6,187 
6,820 
7,«W 

,7,286 
il,677 
4.4S8 
6,063 
5,682 
6,742 

8,989 
18,456 
6,280 
5,708 
6.8B8 
7,240 

(a)  In  the  case  of  prisms  the  length  is  glTen  last. 

Four  examples  to  show  how  the  strength  decreases  when  rock  is  heated  and 
cooled  are  given  in  Table  176.  These  tests  were  all  made  on  cubes  5  or  6  cm. 
in  diameter. 


TABLE  176. — STRBNQH  BEFORE  AND  AFTER  HEATING,  TESTED  AT  BERLIN. 


Kind  of 
Rock. 


Qranlte.... 
Granite.... 
U.nestone. 
Limestone. 
Limestone. 
Sandstone.. 
Sandstone.. 
Sandstone.. 
Porphyry.. 
Porphyry.. 
Porphyry. . 


How  Tested. 


Before  heating 

After  heating  8  hours  and  slowly  cooling.. . 

Before  heating 

After  heating  3  hours  and  slowly  cooling. . . 
After  heating  8  hours  and  cooling  in  water. 

Before  heating 

After  heating  8  hours  and  slowly  cooling. . . 
After  heating  8  hours  and  cooling  in  water. 

Before  heating 

.\f  ter  heating  and  slowly  cooling 

After  heating  and  cooling  in  water 


Number 
of  Tests. 


10 
10 
10 
10 
10 
10 
6 
6 
10 
6 
6 


OompresslTe  Strenfrth  in  Pounds 
per  Square  Inch. 


Maximum. 


18,805 
12,758 
80.280 
22;842 
21,788 
16,814 
18,000 
11,006 
87.106 
29,186 
26,088 


Minimum. 


16.541 
9,700 
25,217 
20,140 
18,284 
14,687 
11,781 
10,095 
82,188 
24,008 
19,180 


Average. 


17.551 
10,987 
87,550 
81.908 
20,065 
15,889 
12,88a 
11.878 
85,045 
26,266 
82.273 


§  248.  Cutter's  Tests.— Mr.  Geo.  A.  Cutter  in  the  preparation  of  his  thesis  at 
the  Massachusetts  Institute  of  Technology  tested  rock  in  an  Emery  horizontal 
testing  machine  using  corrugated  pole  pieces  similar  to  those  used  on  jaw  break- 
ers," and  also  using  smooth  pole  pieces.  The  results  obtained  from  some  old 
rectangular  paving  blocks  of  tough  granite  are  given  in  Table  176.  Two  values 
of  pressure  are  given ;  the  first  is  that  required  to  make  the  first  break,  the  sec- 
ond is  the  maximum  load  observed  while  the  compression  was  continued  until 
the  samples  crumbled.  The  thickness  represents  the  dimension  between  the 
pole  pieces.  The  second  and  eighth  tests  were  made  with  smooth  pole  pieces, 
the  rest  with  corrugated.  The  pressures  given  are  total  pressures  and  it  will  be 
seen  that  if  these  were  reduced  to  pressures  per  square  inch  of  sectional  area,  the 
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TABLE   176. — CUTTEK^S  TESTS  ON   GRANITE   PAVING   BLOCKS. 


Length. 


Height. 


Thickness. 


Total  Load  at 
First  Break. 


Pounds. 
4,000 
6,000 
1U,000 
14,600 
15,000 
19,000 
80,000 
46,000 
48,000 


Number  of 
Points  of  Bear- 
ing. 


1-S 
8-8 
8<S 
8-1 
8-8 
8-8 
8-8 
1-8 
8-8 


MoTement  to 
First  Break. 


Inches. 


Total 

Maximum 

Load. 


Pounds. 
70,000 
70,000 
71,000 
65,000 
88,000 

100,000 
88,000 
46,000 
48,000 


resulting  values  would  be  much  lower  than  those  given  in  previous  tables  for 
smooth  cubes  on  smooth  pole  pieces.    The  reason  for  this  is  given  in  §  250. 

Extent  of  Crushing  Desired. 

§249.  At  first  sight  it  would  seem  desirable  to  crush  rock  down  to  a  size 
which  shall  be  equal  to  the  size  of  the  smallest  particle  of  valuable  mineral. 
This  would  ensure  perfect  separation.  In  practice  however  there  are  several 
objections  to  this  plan.  It  causes  all  the  coarser  particles  of  valuable  mineral 
and  gangue  which  were  unlocked  at  larger  sizes,  to  be  crushed  unnecessarily, 
thereby  using  an  extra  amount  of  power  and  causing  an  increase  in  the  amount 
of  slimes  which  are  difficult  to  separate  and  which  cause  loss.  This  trouble  of 
slimes  is  aggravated  by  the  fact  that  in  a  majority  of  cases  the  valuable  mineral 
is  softer  than  the  gangue  and  hence  slimes  more.  This  is  shown  in  the  following 
sizing  tests. 

The  first  one  is  of  a  coarsely  crushed  Missouri  galena-blende  ore.  The  galena 
appears  to  be  crushed  finer  than  the  quartz  gangue  while  the  blende  appears  to 
be  crashed  coarser. 


Ore. 

Galena. 

Blende. 

On  4  mesh  (o'^er 5.1  mm.). ...........t....Tt.. 

81.1 
4.9 
8.8 
7.8 
4.8 
1.4 
7.0 

15.0 

10.0 
7.8 
10.0 
25.0 
6.0 
0.7 
10.0 
20.0 

f. 

40 

4 
18 
8 

4 
4 
4 
4 

throufirli  4  on  8  mesh  (5.1  to  2.48  mm.) 

Through  8  on  10  mesh (2.43  to  1 .86  mm.) 

Throucrh  10  on  20  mesh  (1 .85  to  0.85  mm.) 

Throufifh  20  on  80  mesh  ro.86  to  0.685  mm.). . . . 
Througrh  80  on  40  mesh  (0.585  to  0.874  nmi.). . . 
Through  40  on  80  mesh  (0.874  to  0.171  mm.). . . 
Through  80  on  100  mesh  (0.171  to  0.180  mm.). . 
Through  100  mesh  (0.188  to  0  mm.) 

Total 

00.8 

100.0 

100 

The  second  is  finely  crushed  stamp  mill  pulp  in  Mill  68.    An  assay  of  the 
stuflE  before  sizing  gave  2  ounces  gola  and  1.7  ounces  silver  per  ton. 


Ore. 

Assay  for  Gold. 

Assay  for  SilTer. 

On  80  mesh 

0.12  r 

9.10 
11  99 
10.16 
68.66 

Ounces  per  Ton. 

O.C» 

0.10 
1.20 
1.80 
2.00 

Ounces  per  Ton. 

0.50 

0.70 
0.90 
1.09 
2.00 

Through  SO  on  40  mesh. . . . 
Through  40  on  00  mesh. . . . 
JQirough  00  on  80  mesh. . . . 
Through  80  on  100  mesh. . . 
Through  100  mesh 

Total 

99.97 

304 


OBB  DRE881NG. 


§  250 


The  third  is  of  stamp  mill  pulp  in  Mill  55. 


Or«. 

Aany  for  Gold. 

AMayforSUTw. 

OnfOmnh........ ........ 

% 

0.08 
18.17 
18.08 
9.40 
4.98 
4.96 
9.04 
84.66 

Ounon  per  Ton. 

OunoM  per  Ton. 

Through  9u  on  40  ineah.. . . 
Through  40  on  60  mesh. .. . 
Through  00  on  80  mesh.. . . 
Through  80  on  100  meab. . . 
Through  100  on  190  mesh. . 
Through  190  on  160  mesh. . 
Through  160  mesh 

0.86 
0.66 
0.88 
1.90 
0.98 
1.18 
C.61 

7.68 
8.88 
10.17 
10.90 

11. or 

18.68 
19.64 

Total 

100.00 

In  Mill  92  they  have  found  that  the  zineite  is  mostly  in  the  two  finest  con- 
centrates; garnet  goes  to  fines  less  than  zineite;  franklinite  less  than  garnet; 
willemite,  tephroite  and  fowlerite  are  about  equal  to  each  other,  but  less  than 
franklinite ;  calcite  forms  fines  least  of  all.  It  might  be  added  that  with  many 
ores  there  seems  to  be  no  limit  to  the  fineness  of  the  particles  of  valuable  mineral. 

For  all  these  reasons  it  is  an  advantage  in  most  cases,  except  where  the  mineral 
is  all  finely  disseminated,  to  crush  first  to  a  much  coarser  size  than  the  finest 
particle,  then  to  separate  out  as  much  clean  mineral  and  clean  gangue  as  possible, 
and  to  recrush  the  residue.  This  process  can  be  repeated  indefinitely,  but  in 
practice  the  added  cost  and  the  mechanical  difficulties  limit  the  number  of  repe- 
titions to  one  or  two.  The  sizes  to  be  crushed  to  and  the  number  of  repetitions 
will  vary  for  different  ores  and  can  only  be  determined  by  experiment.  The 
things  to  be  considered  are  the  quantity  and  value  of  the  products  and  the  cost 
of  crushing  and  separating. 

For  some  ores  such  as  free  milling  gold  and  silver  ores,  graphite,  cassiterite, 
etc.,  it  is  necessary  to  crush  very  fine  at  the  start  and  in  this  case  there  is  no 
repetition.  S.  I.  Hallett  of  Aspen,  Colorado,  advocates  this  method  for  other 
ores.  He  claims  that  any  given  ore  has  its  crystals,  (not  masses  of  crystals),  in- 
cluded within  a  very  limited  range  of  sizes  and  that  by  crushing  to  a  size  within 
this  range,  practically  all  of  the  values  will  be  unlocked.  He  further  claims  that 
by  the  use  of  a  jerking  table  of  the  Wilfley  type  he  is  able  to  save  the  fine  stuff 
which  would  usually  go  to  waste. 

The  ideal  thing  in  crushing  would  be  to  have  every  grain  of  mineral  remain 
intact  and  be  entirely  cleaned  from  all  adhering  particles  of  gangue.  This  is 
impossible  to  obtain  in  practice  and  there  will  always  be  some  particles  of  min- 
eral which  have  particles  of  gangue  attached  to  them  or  which  are  entirely  sur- 
rounded by  gangue.  Such  particles  are  known  as  attached  or  included  grains 
and  help  to  make  up  the  middling  product  in  the  subsequent  separation. 

WoBK  Required  for  Crushing. 

§  250.  BiTTiNOEtfs  Theory. — Rittinger  has  proved  mathematically  that  the 
work  of  crushing  is  proportional  to  the  reduction  in  diameter.    Assume  a  homo- 


/  y  ^ 

/ 

y 

/^^fl 


PIG.  185. 
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PIG.  186. 


geneous  1-inch  cube  which  requires  A  foot  pounds  of  work  to  divide  it  on  a  plane 
parallel  to  one  of  its  faces.     To  divide  it  into 

8  i-inch  cubes  requires  3  planes  (see  Fig.  185),  and  work  is  3-4  foot  pounds; 
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27  i-inch  cubes  requires  6  planes  (see  Fig.  186),  and  work  is  64  foot  pounds; 
G4  J-inch  cubes  requires  9  planes  and  work  is  94  foot  pounds ; 
125-^-inch  cubes  requires  12  planes  and  work  is  124  foot  pounds; 
n'  "i-inch  cubes  requires  3(n-l)  planes  and  work  is  3(n-l)4  foot  pounds; 
w*  i-inch  cubes  requires  3(w-l)  planes  and  work  is  3(m-l)4  foot  pounds. 
The  ratio  of  the  work  required  in  two  different  cases  will  be  as  n-1 :  t/i-1  where 
n  and  m  are  the  reciprocals  of  the  diameters  crushed  to.     In  most  cases  the 
values  of  m  and  n  are  large  enough  so  that  the  1  can  be  neglected  and  the  law 
then  stands  that  the  work  is  very  nearly  proportional  to  the  reciprocals  of  the 
diameters  crushed  to.     Thus  to  crush  a  1-inch  cube  into  ^inch  cubes  will 
require  about  5  times  as  much  work  as  to  crush  it  into  i-inch  cubes. 

The  above  figures  also  show  that  the  work  required  is  proportional  to  the 
number  of  planes  of  fracture  or  in  other  words  to  the  increase  in  surface  of  the 
particles.  This  gives  a  measure  of  the  work  required  where,  as  is  the  case  isx 
practice,  the  particles  of  the  product  are  not  cubes,  but  are  of  irregular  shapesf 
Rittinger  suggested  that  the  increase  of  surface  on  irregular  shaped  grains  might 
be  determined  by  weighing  the  water  necessary  for  wetting  the  surface  both  before 
and  after  crushing. 

'  <  Bittinger's  theory  explains  why  the  strength  of  rough  granite  blocks  in  Tabl^ 
176  is  so  much  less  than  smooth  granite  cubes  in  Table  171.  In  the  former 
'case  the  stones  had  but  a  few  points  of  bearing  and  were  split  or  broken  into  onlji 
a  few  fragments,  while  in  the  latter  case  the  cubes  were  bearing  all  over  two  faces 
and  were  more  or  less  crumbled  when  they  broke,  thereby  requiring  more  work 
and  consequently  more  pressure. 

§  251.  VoN  Rbytt^s  Tests. — Von  Beytt  has  recently  made  an  exhaustive  series 
of  tests  at  Przibram  to  determine  how  nearly  Rittinger's  theory  holds  in  practice,' 
The  average  Przibram  ore  consists  mainly  of  quartz,  calcite,  argentiferous  galena 
and  blende.  The  specific  gravity  of  average  ore  is  3.13  and  of  calcite  2.75.  He 
first  showed  that  while  the  adhering  moisture  is  approximately  proportional  td 
the  amount  of  surface  on  coarser  particles,  it  does  not  hold  on  particles  below 
0.35  mm. 

He  tested  crushing  in  a  Blake  breaker,  in  rolls  working  under  various  condi- 
tions, in  a  one-runner  mill  (much  like  the  Heberli  mill  except  that  one  of  the 
discs  is  stationary),  in  a  Schranz  mill  and  in  gravity  stamps.  The  results  of 
his  work  are  given  in  Tables  177  and  178.  The  method  of  making  a  test  was 
as  follows:  Lumps  of  one  size  were  fed  to  the  machine.  The  power  used  was 
measured  over  a  space  of  8  to  15  minutes  by  means  of  a  Seyss  dynamometer,  both 
while  crushing  and  while  running  empty.  The  crushed  products  were  carefully 
sized,  as  shown  in  Table  178.  The  surface  of  the  particles  in  the  coarser  size^ 
was  measured  directly  and  the  surface  of  an  average  particle  multiplied  by  the 
number  of  particles  in  a  kilogram  gave  the  surface  of  <  a  kilogram.  From  the 
coarser  sizes  he  was  also  able  to  obtain  a  factor  showing  the  relation  of  the  aver-r 
age  particle  of  any  given  size  to  the  mean  sieve  hole,  that  is,  the  mean  oft  thQ 
sieve  hole  through  which  it  passed  and  of  that  on  which  it  rested.  This  factor 
served  on  the  finer  sizes  to  reckon  the  surface  of  a  kilogram  of  any  size,  when  the 
number  of  particles  per  kilogram  was  known.  With  round  hole  sieves  the  sur- 
face of  a  mean  particle  was  3.4  to  4.2  times  the  area  of  the  mean  sieve  hole^  or 
1.27  times  the  surface  of  the  mean  particle  changed  to  a  sphere  where  the  diame- 
ter of  the  sphere  was  about  0.87  times  the  diameter  of  the  mean  sieve  hole.  For 
square  hole  sieves  the  surface  of  a  mean  particle  was  4.0  to  4.2  times  the  area  of 
the  mean  sieve  hole.  The  greatest  assumption  made  in  the  calculation  was  in 
putting  into  one  class  the  finest  particles,  namely  those  from  0.1  mm.  to  0,  and 
dividing  the  sum  of  these  diameters  by  two  to  get  the  average  diameter.  It  is 
of  course  impossible  at  this  point  to  obtain  a  value  that  is  entirely  satisfactory. 
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All  concltisiohs  were  based  on  gross  power  since  the  figures  given  in  Table  177 
for  net  power  obtained  by  subtracting  the  power  when  running  empty  from  the 
gross  power,  do  not  properly  express  the  power  applied  to  ctu^ng. 

The  conclusions  arrived  at  were  that  the  ratio  of  work  done  to  increase  of  sur- 
face is  fairly  constant  with  coarser  sizes,  but  with  finer  sbes  the  increase  of 
surface  is  much  more  rapid  than  the  work  required  to  produce  it.  ^For  Przibram 
ore  he  advanced  the  conclusion  that  the  increase  of  surface  per  horse  power  varies 
between  20  and  40  square  meters  and  approaches  an  average  of  25  square  meters 
only  under  similar  conditions  of  crushing  when  the  quantities  of  feed  are  chosen 
to  correspond,  since  the  power  used  is  dependent  upon,  but  is  not  proportional 
to  the  amount  of  feed. 

Incidentally  the  work  brought  out  the  following  additional  facts.  It  should 
be  borne  in  mind  that  in  his  tests  the  rolls  were  all  doing  free  crushing.  Slow 
running  rolls  produce  more  fines  than  fast  running,  the  quantity  of  returns  to 
be  recrushed  being  the  same  and  the  capacity  per  horse  power  less  with  the  slow 
rolls.  With  spaced  rolls  crushing  moderately  fine  material  the  quantity  of  re- 
turns is  considerably  higher  than  with  close  rolls,  the  amount  of  fines  being  the 
same  and  the  capacity  per  horse  power  higher  in  the  former  case.  Spaced  rolls 
are  to  be  .recommended  for  coarse  crushing  only.  Spaced  rolls  counteract  the 
tendency  of  slow  running  to  produce  fines.  For  economy  rolls  should  be  run  as 
nearly  to  full  capacity  as  possible  since  the  capacity  per  gross  horse  power  in- 
creases with  the  increased  capacity.  Strongly  compressed  rolls  increase  fines, 
decrease  the  returns  and  reduce  the  capacity  per  horse  power.  The  Schranz  mill 
produces  less  returns  and  more  fines  than  rolls,  but  rolls  would  givie  just  as 
many  fines  if  the  extra  amount  of  returns  was  recrushed.  The  one-rtmner  mill 
gives  more  returns  and  less  fines  than  the  Schranz  and  has  less  capiacity  per 
horse  power.  Stamps  give  no  returns,  produce  the  most  fines  and  have  the  least 
capacity  per  gross  horse  power.  The  most  economical  crushing  machine  is  that 
which  keeps  the  amount  of  returns  as  low  as  possible  and  at  the  same  time  makes 
the  least  fines,  since  it  is  the  making  of  fines  which  consumes  the  greater  part 
of  the  power. 

Von  Beytt  was  also  able  to  estimate  from  the  data  obtained  the  amount  of 
work  necessary  to  reduce  a  given  weight  of  Przibram  ore  consisting  of  lumps 
all  of  the  same  size,  to  any  given  size.    These  figures  are  given  in  Table  179. 


TABLE    179. — WORK   NECESSARY   FOR   CRUSHING   1 

ORE. 


KILO   OF   DIFFERENT    SIZES    OF 


8!ae  of  Feed  in  mm. 

Product  aU  Ues  Between. 

64 

88tol6    1     letoS           8to4            4tol 

1  to  0.8 

Work  Required  in  Kilcirrainmeters. 

IW  ftnd  16  inin  •  .TiixTttTTittttttrtTf-t 

6S 
880 
880 

780 
1,080 
8,080 

1ft  fuid  8  mnir  t,.t.t..«tr.->Tttrttt.ttT- 

166 
806 
786 
066 
1,M5 

ft  A.n/1  4  mm 

100 

660 

800 

1,800 

4  and  1  mm t ....... . 

400 

700 

1,700 

1  and O-fS mm^ i- ^.r,- . ii-f,-,  tt-».,,,tr- 

840 
1,840 

Ik^low  0»8  mm. ......---- 1 ,,..»,., 

1,000 

This  table  shows  for  example  that  1  kilogram  of  Przibram  ore  ranging  be- 
tween 8  and  4  mm.  in  size  requires  700  kgm.  of  work  to  reduce  it  so  that  the 
product  shall  all  lie  between  1  and  0.3  mm.  in  size.  While  the  figures  in  this 
table  are  not  sufficiently  verified,  tests  that  have  been  made  by  Von  Reytt  show 
a  fairly  good  correspondence  between  results  calculated  by  the  table  and  those 
obtained  by  power  measurement. 

The  figures  for  work  obtained  by  experiment  show  more  favorably  than  the  fol- 
lowing figures  from  actual  mill  work  at  Przibram,  which  are  averages  for  a  year. 
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Bolls  crushing  64-32  mm.  grains  to  pass  through  8-mm.  screen  used  144,500 
kgm.  per  100  kilograms;  a  Schranz  mill^  a  one-runner  mill  and  a  stamp  mill. 
all  crushing  8-6  mm.  grains  to  pass  through  a  2-mm.  screen  used  230,857, 
385,143  and  542,061  kgm.  respectively  per  100  kilograms.  These  figures  are> 
larger  than  those  given  in  Table  177  in  the  experimental  trials.  The  product 
of  rolls  in  mill  work  yielded  the  following  sizes:  8  to  4  mm.,  46.20%;  4  to  1 
mm.,  32.22% ;  1  to  i  mm.,  11.65% ;  i  to  0  nmi.,  9.93% ;  making  a  little  more 
fines  than  in  the  experiments.  The  Schranz  mill  yielded  more  fines  in  mill 
work  than  in  the  experiment,  while  the  one-runner  mill  gave  about  the  same 
sizes  under  both  conditions.  The  stamps  in  mill  work  gave  60  to  70%  below 
\  mm.,  which  is  considerably  larger  than  that  in  the  experiments.  The  increased 
amount  of  work  required  in  the  mill  over  and  above  what  is  required  in  the 
experiment  is  due  to:  (1)  the  machines  not  being  fed  up  to  their  full  capacity 

Sise  of  Ore  Gradns.  Each  dlvision'eqnalB-j^of  an  inch. 

io  15  80        ,       « ao_ 


FIG. 


ISO  100    80       eO      00  40  85 

Mesh  per  Unearinch  of  Battery  Screen  ( BraBS  Wire  Cloth. ) 

187. DIAGRAM  OP  SIZING  TB8TS  OP  THE   PRODUCTS   OP  TUSTIN   MILLS  AND 

OP   STAMPS. 


all  the  time;  (2)  the  recrushing  of  ore  already  sufficiently  fine;  (3)  poor  arrange- 
ment; (4)  greater  friction  of  machine. 

§  252.  Bough  Rules  por  Power. — Figuring  horse  power  from  Table  179  we 
find  that  the  use  of  2,020  kgm.  to  reduce  1  k.  of  64-mm.  lumps  so  that  the  product 
shall  all  be  below  0.3  mm.  (0.012  inch),  is  equivalent  to  1  horse  power  for 
every  3.6  tons  crushed  in  24  hours.  There  are  a  few  rough  rules  which  are  very 
often  applied  for  estimates  of  power,  and  which  are  well  within  safe  limits  for 
average  ore.  Among  them  are  Gates's  rule  that  breakers  need  not  over  1  horse 
power  to  crush  24  tons  per  24  hours  to  pass  through  a  2i-inch  ring;  a  rule  given* 
by  C.  M.  Ball  that  1  horse  power  will  crush  3.84  tons  of  average  ore  per  24 
hours  to  tV  i^ch ;  a  rule  given  by  Hallett  that  1  horse  power  will  crush  1  ton  of 
quartz  per  24  hours  to  60  mesh.     In  addition  to  these  rules.  Mill  94  reports  that 
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1  horse  power  crushes  1.7  tons  per  24  hours  to  20  mesh ;  this  figure  includes  also 
the  power  used  for  elevating  and  screening.  At  the  Lake  Superior  steam  stamp 
millSy  1  horse  power  crushes  1.6  to  1.8  tons  per  24  hours  from  3^  or  4  inches 
down  to  -f^  inch.  All  of  these  preceding  figures  agree  more  closely  than  at 
first  appears,  if  one  takes  into  account  the  amount  of  reduction  in  each  case. 
Edison  at  Mill  91  does  much  better  than  any  of  them.  He  is  able  to  make  1 
iiorse  power  reduce  13.2  tons  to  0.06  inch  or  8.2  tons  to  0.02  inch.  His  power 
measurements  were  made  by  the  use  of  a  motor  and  a  wattmeter. 

8  253.  Wagoneb's  Theory. — In  discussing  the  Tustin  mill,  which  yields  an 
extraordinarily  large  percentage  of  coarse  grains  because  the  product  is  discharged 
nearly  as  fast  as  it  is  crushed  to  the  size  of  the  limiting  screen,  Luther  Wagoner 
has  shown,  by  the  sizing  test  of  its  work  on  hard  quartz  (Fig.  187),  that  an 
almost  equal  weight  of  grains  for  any  diameter  was  in  that  case  made.  This, 
taken  in  connection  with  the  fact  that  for  a  given  weight  of  ore  the  total  surface 
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FIG.   188. — ^DIAGRAM  OF  OBUSHINO  TESTS. 

of  all  the  particles  varies  inversely  as  their  average  diameter,  shows  that  in  the 
product  of  a  Tustin  mill  lying  between  1  and  0.001  mm.,  the  particles  between 
0.001  and  0.01  mm.  in  size  have  \  of  the  total  surface,  but  only  amount  to^^ 
of  the  total  weight,  the  particles  between  0.01  and  0.1  mm.  in  size  also  have  \  of 
the  total  surface  and  amount  to  -^  of  the  total  weight,  and  the  particles  be- 
tween 0.1  and  1  mm.  in  size  have  the  remaining  \  of  the  total  surface  and  amount 
to  A"  of  the  total  weight.  Further,  if  work  expended  is  proportional  to  surface 
produced,  then  270  times  as  much  work  is  expended  on  1%  of  the  ore  at  the 
fine  end  as  on  1%  of  the  ore  at  the  coarse  end.  In  the  case  of  stamps  where 
the  grains  are  not  systematically  discharged  as  soon  as  crushed,  there  will  be 
a  decrease  in  the  grains  of  larger  diameter  and  a  corresponding  increase  in 
those  of  smaller  diameter.  ^See  curve  of  stamps  on  hard  quartz.  Fig.  187.) 
In  these  two  specific  cases  oi  Fig.  187  he  has  calculated  that  the  sunace  on 
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grains  between  0.037  and  0.00004  inch  (0.940  and  0.001  mm.)  is  about  7 
times  as  great  in  the  case  of  stamps  as  in  the  case  of  the  Tustin  mill  and  conr 
seqnently  the  stamps  should  take  about  7  times  as  much  power  as  the  Tustin. 
This  is  nearly  borne  out  by  actual  power  measurements,  wnich  gave  1.33  horse 
power  for  Tustin  mill,  6.14  for  stamps. 

§  254.  The  Author's  Tests. — ^The  author  made  19  tests  of  various  weights 
of  pure  quartz  rock  (specific  gravity  2.640),  ranging  from  277  to  991  grams,  to 
get  ai  xbe  average  pressure  to  be  exerted  in  crushing  by  rolls.  Incidentally  some 
figures  were  obtained  on  work  required  in  crushing.  The  samples  had  been 
crushed  in  a  Blake  breaker  set  at  1^  inches  and  all  below  0.393  inch  (10  mm.) 
was  screened  out.  Each  sample  was  placed  between  the  faces  of  the  Olsen  vertical 
testing  machine,  the  particles  being  spread  out  so  as  not  to  interfere  with  one 
another,  and  the  sample  was  gradually  crushed  until  the  distance  between  the 
faces  of  the  machine  was  \  inch.  The  pressure  exerted  was  read  at  various  in- 
tervals and  at  the  same  time  the  distance  between  the  crushing  faces  noted.  The 
pressures  were  all  reduced  by  proportion  so  as  to  read  for  one  pound  of  quartz, 
these  results  plotted,  their  averages  calculated  and  from  them  an  average  curve 
drawn  as  shown  in  f^g.  188.  The  lines  connecting  consecutive  points  of  each  test 
are  omitted  for  sake  of  clearness.  From  this  curve  can  be  seen  at  a  glance  the 
average  pressure  acting  at  any  point  during  the  compression. 


Fio.  189. 

To  apply  these  results  to  the  case  of  rolls,  an  average  pair  of  rolls  was  assumed, 
24  inches  in  diameter,  running  at  a  periphery  speed  of  600  feet  per  minute 
(95 J  revolutions)  and  crushing  100  tons  of  quartz  rock  per  24  hours  from  1^  to 
\  inch,  that  is,  they  are  set  ^  inch  apart.  Then  for  various  values  of  the  angle 
T  (see  Fig.  189)  measured  up  from  the  horizontal,  the  distance  d  between  the 
rolls  will  be  as  diown  in  Table  180. 


TABLE    180. — DISTANCES    BETWEEN    THE    BOLLS    FOR    VABI0U8    ANGLES. 


VftlueafT. 

Distanoe  Between 
Rolls. 

Value  of  T. 

Distance  Between 
Rolls. 

Value  of  T. 

Distance  Between 
Bolls. 

16 
14 
18 
If 
11 

Inches 
1.487 
1.864 
1.960 
1.148 
1.047 
0.968 

9 
8 
7 
6 
6 

Inches. 
0.878 
0.806 
0.741 
0.664 
0.686 
0.698 

Degrees. 

8 
8 

1 
0 

Inohea 
0.660 
0.684 
0.616 
0.806 
O.80O 

The  diameter  of  the  rolls  being  24  inches,  1^  of  arc  corresponds  to 


24Xir 
360 


or 


0.20944  inches.    The  amount  of  ore  upon  1"  of  the  circumference  where  the 
rolls  crush  100  tons  per  24  hours  (138.9  pounds  per  minute),  and  run  at  a 

periphery  speed  of  600  feet  per  minute  will  be * — 


pounds. 


24X60X600X12 


or  0.00404 
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From  Table  180  the  average  horizontal  distance  between  the  rolls  for  each 
degree  counting  upward  from  the  horizontal  may  be  calculated  and  it  is  shown 
in  the  second  column  of  Table  181.  The  pressures  for  1  pound  of  quartz  for 
each  of  these  distances  may  be  obtained  from  Fig.  188  and,  reduced  to  correspond 
to  0.00404  pounds,  are  shown  in  the  third  column  of  Table  181.  The  fourth 
column  shows  the  horizontal  distances  through  which  the  forces  act  when  the 
rolls  revolve  through  1**  and  the  fifth  column  gives  the  total  horizontal  distances 
through  which  the  forces  act  per  minute  with  the  rolls  running  at  95^  revolu- 
tions, or  600  feet  periphery  speed  per  minute.  The  sixth  column  giving  the 
foot  pounds  of  work  done  on  each  degree  of  arc  per  minute,  is  obtained  by  multi- 
plying the  third  column  by  the  fifth.  The  sum  gives  the  total  foot  pounds  per 
minute  and  divided  by  33,000  gives  the  horse  power  which  is  0.805.  The  sum 
of  the  third  column  amounting  to  328  pounds  is  the  average  pressure  exerted 
by  the  journals  of  the  rolls  in  crushing.  These  figures  may  be  somewhat  lower 
than  those  obtained  in  practical  running  owing  to  the  fact  that  in  the  tests  the 
pressure  was  applied  very  gradually.  It  is  a  known  fact  that  where  the  pres- 
sure is  applied  quickly,  the  strength  of  a  sample  increases  until  it  is  sometimes 
double. 

TABLE    181. — COMPUTATION    OF   WORK    FOR   CRUSHING. 


Number  of  the  De- 
irree  of  Arc  Counting 
from  the  HorisontaT 

AverageDlstAnoe 
Between  BoUa. 

ATerageLoad 
for  each  Degree. 

Horisontal  Dis- 
tance Passed 
Through  per 
Degree. 

Total  Horisontal 

Distance  per 

Minute. 

Work  Done  per 
Minute. 

16th 

Feet, 
0.1188 
0.1089 
0.099T 
0.0018 
0.0686 
0.0765 
O.O701 
0.0644 
0.0604 
0.0B50 
0.0612 
0.0480 
0.0466 
0.0437 
0.0486 
0.0410 

Pounds. 

0.80 

0.60 

1.01 

1.88 

4.84 

7.87 

11.86 

16.17 

19.89 

84.14 

80.69 

86.86 

40.00 

48.68 

46.06 

47.86 

Feet 
0.0099 
0.0098 
0.0085 
0.0077 
0.0070 
0.0064 
0.0067 
0.0060 
0.0044 
0.0068 
0.0088 
0.0084 
0.0019 
0.0018 
0.(N106 
.     0.UUU8 

^       Feet. 
840.868 
816.896 
898.380 
864.786 
840.660 
880.088 
196.906 
171.900 
161.878 
180.644 
110.016 
88.618 
66.888 
41.866 
80.688 
6.876 

Foot  Pounds. 
68  8 

16th 

189  8 

14th 

895.8 
888  0 

18th 

12th 

1,164.8 
1,781.7 
8,884.8 
8,607.7 
8,968.8 
8,168.7 
8JB66.4 
8,916.8 
8,618.0 
1,800.0 
949.9 
886.0 

11th 

10th 

0th 

8th. 

7th 

6th. 

5th 

4th 

8rd 

tod. 

Itt 

T6tal. 

887.Tr 

86,667.6 

It  should  be  noted  that  the  0.805  horse  power  is  bi'ought  up  to  the  5  to  10 
horse  power  used  by  rolls  in  practice,  by  the  journal  friction,  and  the  328  pounds 
pressure  of  springs  is  brought  up  to  the  5,000  to  10,000  pounds  pressure  sup- 
posed to  exist  in  practice,  by  the  variation  in  the  work.  At  one  instant  the 
rolls  are  idle,  at  the  next  they  may  be  asked  to  do  many  times  the  average  work. 

Sizing  tests  of  the  products  of  some  of  the  tests  were  made  and  are  as  follows: 


T^gtNo 

1 

628 

8 

694 

8 

667, 

4 
681 

10 
868 

11 
879 

19 
897 

Weiirht  in  irrams 

On  8  mesh  (a) 

27.78 
88.70 
10.84 
6.08 
8.04 
8.48 
8.61 
18.54 

85.61 
7.47 
4.71 
8.69 
8.86 
2..'» 
8.76 

81.88 
12.78 
6.SS 
8.19 
4.08 
8.77 
11.86 

84.92 
10.88 
6.98 
8.86 
8.97 
8.97 
14.60 

% 

85.68 
48.48 
6.89 
4.96 
1.98 
8.48 
8.80 
7.44 

89.48 
8.80 
6.fti 
8.65 
8.18 
.      8.44 

12.70 

^84 

S8.rr 

9.80 
4.78 
8.06 
2.70 
8.06 
8.11 

Through  8  on  '8  mesh 

Through  8  on  4  mesh 

Through  4  on  6  mesh 

Through  5  on  6  mesh 

Tlirough  6  on  6  mesh.. .... 

Through  8  on  10  mesh. , . . 
^^rough  10  'mesh ......... 

.  W»li,.., 

99.99 

99.97 

99.99 

100.00 

100.00 

ipo.oi 

100.01 

(a)  For  actual  sizes  of  the  holes  in  these  screens  see  Tahle  868. 
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§  255.  Effect  of  Strength  and  Specific  Gravity  on  Power  used. — ^Vezin 
has  pointed  out  that  the  variation  in  power  due  to  the  varying  specific  gravity 
and  strength  of  the  rock  is  frequently  lost  sight  of.  Thus  in  Table  171  the  com- 
pressive strength  of  granite  is  twice  as  great  on  an  average  as  that  of  sandstone. 
Consequently  it  will  take  twice  as  much  power  to  crush  a  ton  of  granite  as  to 
crush  a  ton  of  sandstone.  In  thi  case  of  porphyry,  in  the  same  table,  the  differ- 
ence between  the  strongest  and  weakest  samples  coming  from  different  locali- 
ties shows  that  over  twelve  times  as  much  power  is  required  for  the  strongest 
rock  as  for  the  weakest.  Regarding  specific  gravity,  barite  is  almost  twice  as 
heavy  as  quartz  so  that,  even  if  the  strength  was  the  same,  it  will  take  only  about 
one  half  as  much  power  to  crush  a  ton  of  barite  as  to  crush  a  ton  of  quartz, 
since  the  bulk  is  only  half  as  great.  To  carry  things  to  an  extreme  case,  sup- 
pose that  pure  quartz  and  pure  galena  are  to  be  crushed.  The  galena  is  about 
three  times  as  heavy  as  the  quartz  and  according  to  Bittinger  it  is  only  about 
\  as  strong.  Then  the  final  result  will  be  that  it  will  take  only  g^  or  ^  as 
much  power  to  crush  the  galena  as  the  quartz ;  that  is,  assuming  that  it  costs  $1 
to  crush  a  ton  of  quartz  then  it  would  cost  only  6}  cents  to  crush  a  ton  of  galena 
under  the  same  conditions. 

Goodale  reports  a  practical  illustration  of  this  at  Mill  40,  where  in  treating 
their  hardest  ores  their  capacity  is  218  tons  per  24  hours  and  the  engine  gives 
177  indicated  horse  power  or  0.812  horse  power  per  ton.  On  softer  ores,  however, 
they  have  treated  as  high  as  376  tons,  using  171  indicated  horse  power  or  0.455 
horse  power  per  ton.  It  should  be  noted  in  this  case  that  the  engine  supplies 
power  for  concentrating  as  well  as  crushing. 

It  will  be  seen  from  Table  175  that  power  might  be  saved  by  heating  the  ore 
and  quenching  it  with  water  previous  to  crushing.  The  cost  of  the  heating, 
and  the  introduction  of  greater  losses  in  other  directions,  as  shown  in  §  5,  how- 
ever, generally  prevent  any  ultimate  saving  in  this  way.  Rittinger  reports 
that  for  a  special  case  in  stamping  quartz  ore  the  capacity  with  the  same  power 
was  15%  higher  on  roasted  than  on  unroasted  ore. 

Comparisons  of  Various  Machines. 

§  256.  Comparisons  in  General. — Summing  up  the  preceding  theory  it  will 
be  seen  that  if  it  is  desired  to  crush  with  the  least  expenditure  of  power  and  to 
make  the  least  slimes,  then  the  rock  should  be  broken  as  far  as  possible  by  split- 
ting and  the  particles  of  the  product  that  are  suflBciently  crushed  should  be  gotten 
put  of  the  way  immediately,  that  is,  there  should  be  "free  crushing.*' 

In  choosing  the  machine  the  points  to  be  considered  are  the  first  cost,  weight, 
number  of  wearing  parts,  power,  speed  and  wear.  These  should  all  be  as  low 
as  possible  consistent  with  strength  and  efficiency.  At  the  same  time  the  machine 
should  be  simple  in  construction,  easy  to  erect  and  operate  and  the  wearing  parts 
should  be  easily  renewed.  The  chief  drawback  to  the  impact  machines  is  the 
high  speed.  The  use  of  water  is  in  general  to  be  recommended  since  it  aids  "free 
crushing"  by  removiing  the  crushed  product  and  it-  al^o  prevents  dust  and  perhaps 
consequent  loss.  For  grinding  machines  those  which  have  the  grinding  faces 
running  concentric  are  liable  to  wear  in  grooves  ^hile  eccentric  grinders  db  not. 
There  is  more  wear  in  grinding  machines  than  in  pressure  machines  and  conse- 
quently there  is  more  heating  of  the  product  unless  the  machine  is  run  wet. 
This  may  be  seen  from  the  action  of  the  grinding  surfaces.  A  particle  of  ore 
coming  between  them  is  acted  upon  in  two  ways  :-^if  it  is  much  larger  than  the 
space  between  the  surfaces  it  may  be  drawn  in  and  crushed  by  pressure  more 
or  less  modified  by  shearing;  or  if  of  nearly  the  same  size  its  surfaces  will  simply 


814 


ORB  DBESamG. 


§  257 


be  worn  oflf  by  a  grinding  or  abrading  action  of  surface  on  surface,  the  harder 
surface  of  the  machine  being  but  slightly  acted  upon.  In  grinders  less  pressure 
is  required  to  break  the  particles  than  in  direct  pressure  machines^  just  as  a  nut 
is  more  readily  broken  under  one's  heel  when  a  twisting  motion  is  given  to  it 
than  when  the  weight  of  one's  body  alone  is  used. 

The  selection  of  the  particular  machine  to  be  used  will  depend  upon  the  char- 
acter of  the  ore  and  the  method  of  extraction  to  be  adopted.  Bolls  are  the  stand- 
ard machine^  for  crushing  all  the  brittle  ores  in  preparation  for  concentration 
except  where  very  fine  crushing  is  needed.  The  steaim  stamps  used  at  or  near 
Butte,  Mont.,  are  the  only  exception.*  The  large  steam  stamps  are  the  standard 
crushers  of  ores  containing  malleable  minerals  such  as  the  native  copper  of  Lake 
Superior.  Gravity  stamps  hold  their  own  for  fine  crushing.  When  acting  on 
brittle  minerals  they  tend  to  produce  large  quantities  of  slimes,  owing  to  the 
fact  that  the  particles  cannot  escape  from  the  force  of  the  blow  until  it  is  spent 
and  the  stamp  lifted,  and  even  then  the  stamp  may  fall  again  upon  particles 
that  are  fine  enough  to  be  discharged. 

When  crushing  ores  containing  malleable  substances  as  copper  and  gold,  the 
stamp  tends  to  break  up  the  flaky  leaf -like  forms  and  to  turn  out  smaller  grains, 
but  they  arc  grains  which  will  settle  to  their  proper  place  in  lie  concentration 
work.  Secondly  these  metallic  grains,  when  buried  by  quartz,  are  scoured  and 
brightened  by  the  following  blow  of  the  stamp  yielding,  in  gold  milling,  particles 
which  amalgamate  readily.  In  the  process  of  scouring,  however,  an  exceedingly 
minute  grade  of  particles  is  made,  too  fine  to  be  caught  perfectly  by  vanner  and 
for  which,  in  gold  milling,  the  amalgamated  plate  is  the  chiei  corrective.  In 
concentrating  native  copper  this  fine  grade  of  abraded  metal  is  partly  saved  on 
the  blime  washers,  but  a  portion  is  lost.  Several  other  fine  pulverizers  are  com- 
peting for  the  place  occupied  by  gravity  stamps,  of  which  prominent  examples 
are  the  Huntington  and  Bryan  mills  and  ball  mills.  Bolls  also  are  preferred 
to  stamps  for  fine  crushing  where  the  ore  is  to  be  roasted  or  leached,  and  it  is 
desirable  to  keep  the  percentage  of  slimes  as  low  as  possible. 

The  grinding  machines  are  emploved  to  some  extent  for  pulverizing  the  mid- 
dling products  from  jigs,  products  which  contain  the  portions  of  the  rich  mineral 
that  are  most  diflicult  to  serve  from  the  gangue.  Acting  as  they  do,  partly  by 
abrasion  and  partly  by  pressure,  they  are  apt  to  make  less  slimes  than  stamps 
and  more  than  rolls.  On  malleable  metals,  for  example  native  copper,  the  effect 
of  this  grinding  is  to  roll  up  some  of  the  copper  into  spheres  and  cylinders  and 
to  slime  an  insignificant  amount  by  the  abrasion. 

§  257.  CoMPABisoN  OF  BoLLS  AND  STAMPS. — The  relative  advantages  of  rolls 
and  stamps  have  been  the  cause  of  considerable  discussion.    The  great  differences 

TABLE  182. — ^VBLOOITY  OF  APPBOACH  IN  ROLLS. 


Value  OCT. 

Pirtance 

Velocity  witli  which 
approach  each  Other. 

ne^ye^ 

10 
6 
0 

Inches. 
1.487 
0.878 
0.608 
O.60O 

Inchee  Der  Seoood. 

41I7 
90.0 
0.0 

in  their  action  will  be  brought  out  if  one  compares  the  acting  velocity  of  stamps 
and  rolls  at  the  moment  when  the  attack  upon  the  ore  is  made  and  also  the 
manner  in  which  each  machine  parts  with  that  acting  velocity.    Bolls  24  inches 
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in  diameter,  set  J  inch  apart,  and  revolving  96J  times  per  minute  have  a  circum- 
ferential velocity  of  120  inches  per  second,  but  the  acting  velocity  is  the  velocity 
at  which  the  points  of  contact  of  a  particle  of  ore  (see  Fig.  36),  approach  one, 
another.  This  velocity  is  obtained  by  multiplying  120  by  twice  the  sine  of  the 
angle  T  (see  Fig.  189),  and  its  values  are  shown  in  Table  182. 

This  table  shows  that  the  acting  velocity  diminishes  according  to  a  trigono- 
metrical law  without  regard  to  the  hardness  or  strength  of  the  ore. 

If  one  considers  a  stamp  on  the  other  hand  as  the  typical  blow-striking  machine, 
we  have  the  acting  velocities  at  the  moment  of  attacking  the  ore,  given  in  Table 
183,  and  we  know  that  it  loses  its  velocity  at  a  rate  dependent  on  the  hardness 
and  strength  of  the  ore. 


TAJBLE 

183. — ^VBLOOITIBS  OF  FALL  IN  STAMPS. 

HelKhtorDrop. 

Bndof&rop. 

Height  of  Drop. 

Velodtv  acquired  ftt 
Bnd^Orop. 

Inches. 
8.6 

4.8 
6.0 
7.8 
0.6 

Inoliee  per  Seoond. 

80!84 
68.16 
74.64 
86.16 

Inches 
18.0 
14.4 
16.8 
10.8 
81.6 

Inchei  per  Second. 

106148 
114.00 

From  comparing  the  two  tables  it  appears  that  rolls  attack  at  low  speed  and 
lose  velocity  gradually  while  stamps  attack  at  high  speed  and  lose  velocity  sud- 
denly.   The  two  operations  are  therefore  totally  different. 

Sizing  tests  of  tne  products  of  rolls  and  stamps  as  well  as  two  other  machines 
all  working  on  similar  ore,  are  given  in  Table  184  and  serve  to  show  how  the 
characteristics  of  the  machines  are  indicated  by  the  quality  of  the  product^' 
Other  sizing  tests  are  given  under  individual  machines. 

TABLE  184.— SIZING  TESTS  OF  DIFFEBENT  OBUSHINO  MACHINES. 


KlndorOTO. 


Sian  oniahed   to 


inch/ 


Peroents  which  pan  the  next  coaner 

sieTe  and  remain  on  sieTea  witli  the 

following  meahea  per  linear  inch. 


00 


Wetatampa... 
Wetatampa^.. 


Rolla.. 

BallmlU 

Niagara  pnhrerlaer., 


PTritic  banket  (a) 

Chiefly  pyritlo  banket. 

Pyritlo  banket 

Pyritic  banket 

Pyritio  banket 

Hritic  banket 

Pyritic  banket 


80 

86.« 

80 

80 

88.86 

88.86 


% 

6.60 
11.16 
80.80 
86.68 

0.80 
80.07 
80.17 


18.66 

i^.« 

6^.16 

88.58 

0.81 

51.11 

0.80 

81.80 

40.10 

88.90 

18.06 

86.80 

41.85 

16.88 

88.47 

84.88 

18.88 

41.07 

84.80 

84.80 

81.88 

(a)Tliek>cali 
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Extent  of  cnuhing  desirable  and  ooni- 


Strength  of  stone. 
Comparison  of  differ- 
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PART  II. 

SEPARATING,  CONCENTRATING,  OR  WASHING. 

The  purpose  of  the  second  part  of  Ore  Dressing  ("Concentration*'  proper),  is 
to  separate  the  valuable  minerals  from  the  waste,  or  to  separate  one  valuable 
mineral  from  another  (thereby  enhancing  their  value),  or  both,  by  utilizing  the 
various  physical  properties  of  the  minerals  that  are  available  for  those  ends. 

Separating,  like  crushing,  generally  divides  into  preliminary,  final  and  auxili- 
ary work.  The  preliminary  machines  (log  washers,  screens  and  classifiers)  are, 
as  a  rule,  unable  to  do  finished  work ;  they  simply  divide  up  the  ore  into  a  set  of 
preliminary  products  which  are  well  suited  for  treatment  by  the  final  or  finishing 
machines  (picking  tables,  jigs,  vanners,  slime  tables,  magnetic  concentrators, 
etc.).  These  latter  machines  separate  the  valuable  minerals  from  the  waste, 
but  they  often  yield  middling  products  needing  further  treatment.  These  mid- 
dling products  may  be  made  up  of  either  or  both,  of  two  classes  of  grains:  (1) 
'^included  grains,'*  that  is,  grains  in  which  particles  of  valuable  mineral  are 
attached  to  or  included  in  particles  of  gangue;  and  (2)  "unfinished  grains," 
that  is,  grains  which  are  composed  wholly  of  valuable  mineral  or  of  gangue, 
but  which  have  escaped  separation  owing  to  their  shape  or  relative  size. 


CHAPTER  VIII. 

PBELIMINABY   WASHEBS. 

§  258.  PTeliminary  washers  include  trough  washers,  log  washers,  wash  trom- 
mds,  washing  pans  and  hydraulic  giants.  Their  province  generally  i^  to  disin- 
tegrate and  float  adhering  clay  or  fine  stuff  from  the  coarser  portions.  The 
latter  may  or  may  not  be  turned  over  to  other  processes  for  furtiier  concentra- 
tion. Some  forms  deliver  the  coarse  and  fine  products  separately;  others  do 
only  the  work  of  disintegrating,  and  require  a  subsequent  machine  to  make  the 
separation.  The  disintegrating  is  done  by  using  a  considerable  amount  of  run- 
ning water,  aided  by  some  form  of  stirring  device.  These  same  machines  are 
also  sometimes  used  to  enrich  partly  concentrated  products.  Several  such  are 
described  in  this  chapter  because  their  construction  and  mode  of  operation  place 
them  here.     These  washers  are  of  three  classes: 

(a)  Those  using  hand  tools  for  stirring:  trough  washers. 

(6)  Those  using  some  form  of  rotating  stirrers  driven  by  power:  log  washers, 
wash  trommels  and  washing  pans. 

(c)  Those  using  the  force  of  a  water  jet:  hydraulic  giants. 

§  259.  Thb  Trough  Washer,  in  its  simplest  form,  is  a  sloping  wooden  trough 
1|  to  2  feet  wide,  8  to  12  feet  long  and  1  foot  deep,  open  at  the  tail  end,  but 
closed  at  the  head  end.  Other  forms,  ingeniously  combining  riffles  and  sieves, 
are  described  by  different  authors,*  *™'  *  but  they  rob  the  apparatus  of  its  sim- 
plicity, which  is  its  main  advantage.  ^ 

Trough  washers  are  used  in  large  works  in  a  subordinate  way,  for  working  up 
small  quantities  of  a  rich  product  where  more  expensive  apparatus  is  not  war- 
ranted.    They  are  also  nised  in  small  works  as  part  of  the  main  process. 

In  Mill  2  a  trough  washer  is  used  which  is  2  feet  wide,  11  feet  long,  1  foot 
deep,  with  the  bottom  3  inches  higher  at  the  tail  than  at  the  head  end.  The  tail 
end  is  open,  but  the  head  end  is  closed.  The  water,  which  is  supplied  at  the 
head  in  liberal  quantity,  falls  into  the  trough  from  a  height  of  12  inches,  exert- 
ing considerable  washing  force.  The  ore,  which  is  mine  ore  ranging  from  3 
or  4  inches  to  0,  is  shoveled  over  and  worked  toward  the  head  until  the  fine 
stuff  is  removed,  and  is  then  shoveled  to  a  gravel  screen.  The  rise  of  the 
bottom  toward  the  tail  allows  larger  charges  to  be  worked,  and  prevents  the  loss 
of  certain  small  sizes  of  rich  ore  which  would  be  carried  off  in  the  case  of  a  down- 
ward slope.  The  quantity  of  water  used  is  such  as  to  make  it  about  1  inch  deep 
at  the  tail.     About  8  tons  of  ore  are  treated  in  10  hours. 

In  Mill  12  a  trough  washer  is  used  for  removing  fine  clay  from  sand,  prepara- 
tory to  jigging.  It  has  a  level  bottom  46  inches  long,  with  the  head  end  sloping 
down  to  tiie  bottom  at  an  angle  of  about  65^.  The  remaining  dimensions  are  as 
follows : 


T^p  Width. 

Bottom  Width. 

Depth. 

Headend 

86  Inches. 
M  inches. 

84  inches. 
Winches. 

18  inches. 
8  inches. 

Taia  end 
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It  is  fed  with  drainings  from  the  finest  washing  plate  (which  has  holes  f 
inch  in  diameter)  by  a  feed  box  running  across  the  upper  end,  with  a  slit  the 
whole  lengthy  and  a  water  pipe  regulated  by  a  cock.  During  charging  the  sand 
is  pushed  back  by  a  shovel.  A  dam  at  the  tail  made  of  bars,  one  on  another,  held 
between  side  cleats,  is  heightened  as  needed.  The  washer  yields:  (1)  Coarse 
sand,  left  in  the  washer;  (2)  fine  sand  in  a  little  tailings  tank;  (3)  clay  waste. 

Mill  22  has  a  "trunlang  table'^  6  feet  wide,  4  feet  long,  nearly  horizontal, 
covered  with  steel  plate.  It  has  raised  edges,  4  inches  high,  on  the  two  sides 
and  the  upper  end.  The  concentrates  from  the  jigs  ranging  from  over  12  mm. 
down  to  less  than  3  nmi.  in  size,  are  raked  back  and  forth  to  rid  them  of  the 
last  of  the  limestone,  which  is  carried  to  a  hopper  beneath,  by  running  water. 
This  hopper  has  sides  sloping  45°  to  a  2|-inch  spigot,  which  delivers  the  coarser 
sand  by  a  centrifugal  pump  to  the  first  trommel.  The  overflow  of  the  hof^r 
goes  to  No.  3  settling  tank.  The  cleaned  ore  is  shoveled  from  the  table  to  a 
car,  and  wheeled  away. 

At  Mills  46  and  48  trough  washers  are  used  for  cleaning  up  the  residues  left 
in  the  steam  stamp  mortars,  called  cover  work,  consisting  of  rounded  nuggets 
of  copper  of  all  sizes  from  4  inches  in  diameter  down,  mixed  with  rock  ofthe 
same  range  of  size.  They  are  12  feet  long,  18  inches  wide,  12  inches  deep  at 
the  head  end  and  6  inches  deep  at  the  tail  end;  and  are  built  of  plank,  with 
plate  iron  lining  for  bottom  and  sides.  They  slope  down  toward  the  tail  end 
3**  35  or  }  inch  in  1  foot.  A  similar  trough  is  used  in  Mill  45.  The  operation 
is  as  follows:  A  large  quantity  of  water  is  let  in  at  the  head,  and  the  rock  and 
copper  are  shoveled  into  the  stream,  and  by  a  skilful  turning  over  of  the  mass, 
not  only  is  the  fine  stuff  washed  away,  but  the  rock  is  separated  from  the  copper, 
the  former  being  sent  back  to  the  stamps,  the  latter  to  the  smelter,  and  the 
fines  sent  to  the  jigs. 

In  Mill  72  a  rocking  table  is  used  to  further  clean  the  concentrates  from  the 
vanncrs.  It  is  12  feet  long,  20  inches  wide  and  5  inches  deep,  and  slopes  down 
toward  the  tail  end  \  inch  in  1  foot  (1**10').  It  is  mounted  on  two  transverse 
rockers,  which  are  24  inches  long,  2^  inches  deep  at  the  ends  and  6  inches  deep 
in  the  middle.  The  rocking  motion  is  imparted  by  a  side  arm  and  a  verticai 
connecting  rod  leading  to  an  eccentric.  The  sides  rise  and  fall  1|  inches  at 
each  stroke.  The  vanner  concentrates  are  fed  with  walj^r  to  this  table  through 
a  screen  at  the  upper  end,  and  are  shoveled  over  and  over  toward  the  head. 
The  product  is  raised  about  50^  in  value  by  this  treatment.  The  tailings  go 
to  the  canvas  plant. 

A  trough  washer  may  have  the  hand  work  replaced  by  mechanical  stirring. 
In  one  instance^  a  trougjh  10  feet  3  inches  long,  2  feet  lOJ  inches  wide,  slopinjj 
10**,  having  a  semi-cyundrical  bottom  of  18J-inches  radius,  carries  a  longi- 
tudinal shaft  witii  stirring  arms,  the  ends  of  which  swing  within  1  inch  of  the 
curved  surface  of  the  trough.  This  shaft  is  placed  at  the  geometrical  center 
of  the  trough.  When  it  is  oscillated  (by  hand  or  power)  the  arms  stir  the  ore 
and  the  lighter  grains  are  carried  rapidly  down  the  slope  by  the  water,  while 
the  heavier  grains  move  but  slowly.  Scaife  has  improved  this  machine  by 
putting  in  r&es  to  hold  back  the  heavy  minerals;  and  by  adopting  a  hinged 
bottom,  which  is  dropped  by  a  lever  at  the  proper  time,  and  the  accumulated 
product  thus  removed  without  wasting  time  and  water  to  wash  it  down  the  slope. 

§  260.  Log  Washers. — ^A  log  washer  is  a  slightly  inclined  trough  in  which 
revolves  a  thick  shaft  or  log,  carrying  blades  set  obliquely  to  the  axis.  The  ore 
is  fed  near  the  lower  end,  and  water  at  the  upper  end.  The  blades  slowly 
convey  the  lumps  of  ore  up  hill  against  the  current,  discharging  them  at  the 
upper  end,  while  the  clay  is  gradually  disintegrated  and  floated  down  to  over- 
flow at  the  lower  end.    The  disintegrating  action  of  the  blades  is  due  partly 
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to  lifting  and  dropping  the  ore  and  partly  to  a  knifing  or  cutting  of  the  lumps 
with  the  front  edges  of  the  blades.  The  bottom  of  the  trough  may  be  con- 
structed semi-cylindrical,  with  sides  raised  a  little  above  the  level  of  the  axis 
to  prevent  slopping,  or  it  may  be  a  natural  bottom  formed  by  lumps  of  ore. 
At  the  lower  end  there  is  a  dam  to  partially  hold  back  the  water.  The  upper 
end  is  open  for  the  free  discharge  of  the  lump  ore.  The  ore  is  fed  near  the 
lower  end  on  the  rising  side  of  the  log.  This  confines  the  work  of  the  log  to 
disintegrating  and  conveying;  while,  if  fed  on  the  descending  side,  it  would 
become  a  crusher  and  would  probably  break  the  blades,  except  where  the  ore 
bottom  is  used.  The  blades  are  put  upon  the  logs  in  several  ways:  in  spiral 
rowsy  having  the  blades  either  with  the  same  or  with  less  pitch  than  the  row; 
or  in  rows  parallel  to  the  axis,  with  the  blades  oblique. 

In  Mill  25  a  "trunking  machine"  is  used  for  removing  the  last  of  the  dolo- 
mite from  the  concentrates  of  the  No.  1  or  preliminary  jigs.  The  trough  is  a 
plank  box  about  15  feet  long,  into  which  is  set  a  semi-cylindrical  cast  iron 
lining,  16  inches  inside  diameter.  This  lining  is  made  in  sections  3  feet  long, 
and  the  space  between  it  and  the  box  is  filled  with  wooden  blocks.  The  trough 
slopes  4**  (0.84  inch  in  1  foot).  The  log  is  15  feet  3  inches  long,  and  has 
beuingB  at  each  end  and  in  the  middle.  Its  core  is  8  inches  in  diameter.  The 
thread  preferred  is  of  V-shaped  blades  of  chilled  iron  cast  upon  screws  (see  Fig. 
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FIG.  190. — ^LOG  WASHER  BLADES  USED  AT  MILL  25. 

190).  These  blades  make  an  almost  continuous  thread.  This  form  does  better 
work  than  the  form  consisting  of  annular  segments  of  circles,  which  makes  a 
practically  solid,  continuous  blade.  The  reason  for  this  is  that,  in  tiie  first 
form,  the  triangular  spaces  between  the  individual  blades  and  the  body  of  the 
log  give  the  dolomite  a  better  chance  to  be  washed  down  the  slope.  The  radius 
of  the  circle  described  by  the  blades  is  7^  inches,  that  of  the  surface  of  the 
trough  is  8  inches,  leaving  J-inch  space  between  the  tips  of  the  blades  and  the 
trough.  The  ore  is  fed  on  the  rising  side  of  the  log,  over  a  space  beginning  at 
2  feet  and  ending  4  feet  from  the  lower  end.  There  are  two  i-inch  cocks  near 
the  upper  end,  for  wash  water.  The  log  is  driven  by  beveled  gears,  pulley 
and  belt  at  the  upper  end,  making  18  revolutions  per  minute.  At  the  upper 
end  it  yields  smelting  lead  ore,  and  at  the  lower  end,  middlings.  The  material 
fed,  which  has  passed  through  holes  0.117  inch  X  0.109  inch,  contains  20  to 
25%  of  lead,  the  finished  product  72  to  75%.  Thus  the  trunking  machine 
enriches  about  3  to  1.    Each  machine  receives  about  100  tons  in  24  hours. 

The  log  washer  in  Mill  4  has  a  trough  24  feet  long,  2  feet  deep,  and  about 
2  feet  wide.  It  slopes  14  inches  in  the  24  feet  (2°  47').  The  log  is  octagonal, 
with  flanged  blades,  each  fastened  by  two  bolts.  The  ore  is  charged  over  the 
lower  6  feet,  water  is  fed  from  a  trough  with  8  holes  spaced  along  the  remaii^- 
ing  18  feet.  The  slush  is  used  as  waste  to  fill  in  the  pits.  The  coarse  material 
goes  to  a  screen  for  further  dressing. 
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Mill  5  contains  two  pairs  of  log  washers^  or  four  logs  in  all  (see  Fig.  191a). 
The  description  of  one  leg  is  here  given.  The  trough,  which  is  made  of  3-iiich 
pine  plank^  is  3  feet  wide,  1  foot  5  inches  deep  and  18  feet  5  inches  long,  inside 


FIO.     191a. — ^END    ELEVATIOK    OF    LONODALB    LOO  WA8HEB. 


SCALE  ^-1* 

PIG.   1916.— SIDE  ELEVATION  OP  LONGDALE  LOG  WA8HBK. 

measures.  Into  it  are  put  15-inch  lengths  of  cast  iron  semi-cylinders,  1  inch 
thick,  with  side  flanges  by  which  lag  screws  hold  them  to  the  sides  of  the  trough. 
When  these  sections  are  laid  close  together,  end  to  end,  they  make  practically  * 
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continuous  semi-cylindrical  cast  iron  trough,  18  feet  5  inches  long,  1  foot  5 
inches  deep  and  2  feet  6  inches  wide,  inside  measures.  The  slope  of  the  trough 
ifl  f  inch  in  1  foot,  or  3°  35'.  The  log,  of  which  Fig.  192a  is  a  cross  section, 
is  a  cast  iron  pipe  17  feet  5^  inches  long,  11^  inches  outside  diameter  and 
|-inch  walls.  It  is  flanged  at  each  end  to  a  cast  iron  gudgeon  (Fig.  1926).  The 
prolongation  of  the  lower  gudgeon  forms  a  journal  5^  inches  in  diameter,  that 
of  the  upper  4^  inches  diameter.  The  blades  or  spoons  (Fig.  192c)  of  chilled 
iron,  are  put  on  in  two  threads,  180°  apart,  with  a  pitch  of  5  feet,  which  makes 
the  pitch  angle  56*"  16'  at  the  outer  ends  of  the  blades;  while,  on  the  other  hand,. 
the  plane  of  each  blade  has  a  pitch  angle  of  26°.  There  are  eight  blades  to  the 
circle,  each  8^  inches  long,  4  inches  wide,  sweeping  a  circle  28^  inches  in  diameter. 


FIG.   1926. — ^ATTACHMENT  OF  LOG 
TO  GUDGEON    (LONGDALE). 


FIG.  192a. — CROSS  SECTION  OF 
LONGDALE  LOG  WITH  BLADE» 
ATTACHED. 


ELEVATION 

FIG.      192c. — ^BLADE     OF     LONGDALE     LOG 
WASHER. 


They  are  flanged  at  their  bases,  with  under  surfaces  concave  cylindrical,  to  fit 
the  pipe.  Each  pair  of  two  opposite  blades  is  fastened  by  two  f-inch  bolts 
passing  through  their  flanges  and  through  the  log.  The  radius  of  curvature  of 
the  trough  being  15  inches  and  that  of  the  blades  14i  inches,  the  space  between 
the  trough  and  the  ends  of  the  blades  is  |  inch.  The  upper  gudgeon  is  pro- 
longed to  form  a  shaft,  which  carries  a  conical  sizing  trommel  {Q,  Fig.  1916), 
for  treating  the  enriched  product.  At  the  lower  end,  the  gudgeon  of  the  log  is 
joined  to  the  horizontal  driving  shaft  by  a  flexible  clutch  coupling,  by  means  of 
which  the  log  may  be  thrown  in  or  out  of  gear.  The  log  makes  12  revolutions 
a  minute. 

The  feed  will  all  pass  through  an  8-inch  ring.     It  comes  from  a  large  hopper 
by  a  chute,  and  is  fed  on  the  rising  side  of  the  blades  at  about  two  feet  from  the 
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lower  end.  Water  is  fed  at  the  upper  end  at  the  rate  of  150  gallons  per  miDute. 
The  capacity  of  a  single  log  is  200  tons  of  mine  ore  in  24  hours,  yielding  70.89& 
-of  washed  ore,  which  is  practically  a  sized  product,  the  oversize  of  a  14-me8h 
screen  {W,  Fig.  1916),  placed  at  the  head  end.  An  experiment  with  a  20-me8h 
screen,  in  place  of  the  14-mesh,  increased  the  'yield  of  washed  ore  4%,  the  per- 
•eentage  of  silica  and  iron  remaining  practically  the  same. 

The  weights  of  the  component  parts  of  a  log  are  as  follows :  The  shaft,  allow- 
ing 35  pounds  for  the  flanges,  weighs  about  750  pounds ;  the  two  gudgeons,  at 
125  pounds  each,  250  pounds;  the  54  blades  at  27  pounds  each,  1,458  pounds; 
the  54  bolts  and  nuts  at  2  pounds  each,  108  pounds ;  total,  2,566  pounds.  The 
cost  of  a  complete  log  would  probably  be  IJ  cents  per  pound. 

The  blades  wear  perhaps  three  months,  more  or  less,  according  to  the  depth 
of  chill  on  the  wearing  face.  The  gudgeons  last  about  one  year.  The  logs  may 
last  five  years  or  more.  The  power  required  is  6^  horse  power  for  a  single  log 
and  its  trommel. 

Johnson"  gives  the  following  figures  for  one  day^s  work  of  the  four  logs,  it 
being  the  average  of  six  days:  Pounds  of  coal  burned  per  day,  1,479.16;  tons  of 


PIG.    193. — MoLANAHAN^S  DOUBLE  LOO  WASHER  WITH   WOODEN   LOGS. 

ore  washed,  196.2;  tons  of  washed  ore,  138.9;  percentage  of  washed  ore  to  ore 
washed,  70.8 ;  number  of  hours  run,  5.375 ;  number  of  men,  including  engineer, 
6 ;  cost  per  ton  of  mine  ore  for  labor,  $0.032 ;  cost  per  ton  of  washed  ore  for 
labor,  $0.045 ;  pounds  coal  burned  per  ton  of  mine  ore,  10.6'. 

The  Thomas  log  washer  was  the  first  to  have  two  logs  in  one  trough.  Its 
trough  is  usually  about  26  feet  long,  5  feet  wide  and  2  feet  deep,  inside  measures. 
The  bottom  and  sides  are  of  heavy  oak,  the  ends  of  cast  iron.  In  it  are  two 
parallel  logs  geared  together.  The  pitch  angle  of  the  blades  is  about  30**.  The 
logs  are  hexagonal  in  section,  and  there  are  three  rows  of  blades  on  each  log, 
placed  along  the  three  alternate  faces  of  the  hexagonal  prism.  The  diameter 
of  the  outside  blade  circle  is  about  27f  inches,  the  blades  are  about  7J  inches 
high.  It  treats  50  to  75  tons  per  day  and  uses  30  to  50  gallons  of  water  per 
minute,  consuming  12  to  15  horse  power.** 

McLanahan  &  Stone  make  both  wooden  and  iron  logs.  Their  wooden  loc; 
(Fig.  193)  is  octagonal,  17  inches  in  diameter  between  the  faces,  sheathed  with 
iron  straps  2  inches  X  J  inch  to  guard  the  comers  and  as  a  support  for  thp 
bases  of  the  blades,  and  has  blades  put   on   in   two   rows   in   the   form  of 
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screw  threads,  eight  blades  to  the  circle.  The  pitch  of  these  threads  is  5  feet. 
The  blades  are  4^  inches  wide  and  1  inch  thick,  and  their  outer  ends  sweep  a 
circle  38  inches  in  diameter.  Their  bases  are  2^  inches  thick.  The  blade,  there^ 
fore,  projects  8  inches  in  the  clear.  The  blades  are  removable  and  when  worn 
out  are  replaced  by  new  ones.  The  bases  are  screwed  to  the  logs  and  have  two 
taper  dove-tailed  lup^s.     The  chilled  blades  have  taper  dove-tailed  bases  which 


f 

FIG.  194. — mclanahan's  steel  loo  washer. 

drive  to  a  tight  fit  between  the  lugs,  wooden  wedges  holding  them  in  place. 
The  pitch  angle  at  the  outer  ends  of  these  blades  is  20°,  which  corresponds  to 
a  pitch  of  3  feet  7^  inches.  The  gudgeon  consists  of  a  journal  and  flange  bolted 
to  a  Ranged  octagonal  socket,  into  which  the  end  of  the  log  is  fitted  and  pinned. 
The  steel  log,  as  made  in  1898  (see  Fig.  194),  is  composed  of  four  steel  angle 
irons,  having. flanges  6  inches  wide  and  f  to  J  inch  thick,  with  angles  inward. 
They  are  spaced  wide  enough  for  bolting  the  blades  between  thqm.     These  angle 


FIG.    195. — DETAILS   OF   McLANAHAN'S   LOG   WASHER. 

irons  aid  in  the  washing.  The  blades  are  of  chilled  iron  on  log  and  of  rolled  steel 
on  gudgeon.  Blocks  are  placed  to  line  up  and  rigidly  hold  the  blades.  The  steel 
blades  are  f  inch  thick  at  the  tip  and  1^  inches  at  the  base  and  6  inches  wide. 
They  are  twisted  to  suit  the  pitch  angle,  22^**,  making  the  pitch  46  inches.  Each 
blade  is  held  by  two  bolts.  Their  tips  sweep  a  circle  35^  inches  in  diameter. 
There  are  only  four  blades  to  the  circle,  as  there  are  but  four  spaces  in  which  the 
blades  can  be  bolted.     The  gudgeon  consists  of  a  journal  and  a  flange,  bolted 
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to  a  flange  with  an  IT-tenon,  which  fits  between  the  angle  irons,  and  to  which 
the  latter  are  bolted.  The  length  of  the  logs,  whether  of  wood  or  iron,  is  about 
30  feet,  measured  from  outside  the  flanges  of  the  two  gudgeons.    The  iron  logs 
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blades  every  44  inches;  the  wooden  logs,  with  blades  in  two  helical 
have  16  blades  every  60  inches.     The  lower,  immersed  gudgeon  has  an 
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octagonal  spindle  (D,  Fig.  195)  fitted  with  a  chiHed  thimble  which  serves  as  a 
journal.  This  journal  revolves  in  a  chilled  step  which  sets  in  a  permanent  step. 
The  two  chilled  wearing  parts  can  be  quickly  replaced  when  worn  out.  Some- 
times special  stuffing  boxes  and  ordinary  bearings  are  used. 

The  trough  for  two  logs  is  31  feet  long,  7  feet  4  inches  wide,  4  feet  1^  inches 
deep,  made  of  2-inch  plank  with  a  lengthwise  slope  of  1  to  1^  inches  per  foot 
(see  Fig.  196).  It  has  splash  boards,  aa,  at  the  lower  end  and  nmning  about  half 
way  up  on  th6  two  sides.  The  ends  are  of  cast  iron  with  flanges  all  around 
The  lower  end  is  called  the  back  plate  and  contains  the  pillow  blocks  for  the 
two  bearings.  The  upper  end  is  called  the  front  plate  and  contains,  in  addition 
to  the  pillow  blocks,  the  central  outlet  spout  for  concentrates.  At  6  inches  from 
the  lower  end  and  in  the  plane  of  rotation,  is  a  bulk  head  of  2-inch  plank,  with 
a  circular  hole  in  it,  in  which  revolves  the  flange  of  the  lower  gudgeon.  This, 
in  large  measure,  prevents  the"  grit  from  getting  into  the  journal  of  the  lower 
gudgeon.  The  two  logs  are  so  set  that  the  tips  of  their  lower  teeth  are  10^  inches 
above  the  bottom  of  the  trough.  The  logs  revolve  so  that  the  under  blades  are 
approaching  one  another,  and  the  obliquity  of  the  blades  is  such  that,  by  a 
plowing  action,  every  lump  struck  by  a  blade  is  moved  up  hill.  The  logs  make 
12  to  15  revolutions  a  minute  on  3-inch  to  4-inch  lumps,  and  20  to  25  a  minute 
if  the  lumps  are  not  over  1^  inches  in  diameter.  The  two  logs  are  geared  together 
at  the  upper  end^  in  such  a  way  as  to  bring  the  teeth  of  the  odd  quadrants  of  one 


FIG.  197. — haskbll's  loo  with  blades  attached. 

log  to  mesh  with  those  of  the  even  quadrants  of  the  other.  Power  is  delivered 
to  one  of  the  logs,  by  reducing  gears  from  the  line  shaft.  Logs  are  sometimes 
driven  at  the  lower  end,  but  this  requires  special  stuffing  boxes.  The  ore  is  fed 
near  the  lower  end  between  the  two  logs,  upon  the  rising  blades  of  both  logs. 
The  bottom  soon  fllls  with  ore,  making  a  working  bottom  that  saves  the  wear  on 
the  planks.  When  this  working  bottom  is  established,  the  systematic  washing 
and  conveying  of  the  lumps  up  the  slope  goes  on.  Wash  water  is  fed  in  a  spray 
between  the  logs,  near  the  upper  end.  The  water  overflows  at  the  lower  end  by 
a  mud  trough  which  discharges  at  one  side  just  above  the  bulk  head.  The  lump 
ore  is  discharged  at  the  upper  end  into  a  trommel,  to  give  it  a  final  washing. 

The  iron  log  is  stronger  than  the  wooden  log,  is  driven  faster,  has  more  teeth 
and  greater  capacity.     It  is  more  durable,  and  less  time  is  lost  in  repairs. 

In  Mill  7  a  pair  of  log  washers  is  used  upon  land  pebble  phosphate.  They  are 
12  feet  long,  and  tiie  blades  sweep  a  circle  21  inches  in  diameter.  The  blades 
have  a  pitch  of  16  inches,  are  4  inches  wide,  and  are  mounted  as  shown  in  Fig. 
197.  The  blade  and  the  part  which  hugs  the  shaft  are  made  of  one  piece  of  flat 
bar  iron  4  inches  wide,  1  inch  thick,  forged  into  shape.  Blades  1  and  3  are 
bolted  together,  as  are  also  blades  2  and  4.  The  latter  pair  is  4  inches  in  advance 
of  the  former.  The  whole  log  is  provided  with  alternate  pairs  similar  to  the 
above. 
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§  261.  Horizontal  Logs, — laog-washers  have  been  built  with  two  or  three 
horizontal,  immersed,  parallel  logs  in  one  tank,  with  partial  partitions  between 
them.  The  first  log  pushes  the  ore  forward  by  the  end  of  the  dividing  parti- 
tion, and  delivers  it  to  the  second  log.  This  carries  it  back  and  delivers  it  in 
like  manner  to  the  third  log,  which  carries  it  forward  to  the  point  where  it  is 
discharged  by  the  revolving  scraper.  The  water  moves  in  the  opposite  direction 
from  the  ore.  This  form  has  not  met  with  the  favor  given  to  those  previously 
described. 
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FIG.  198. — ^ball's  "revolving  knife  buddle.'" 


Ball's  '^revolving  knife  buddle,*'  (Figs.  198a  and  1986),  is  a  variety  of  log 
washer  differing  from  the  usual  form.  The  trough,  which  is  from  9 J  to  16 
feet  long,  has  a  curved  bottom  of  about  3  feet  radius  lined  with  sheet  iron ;  but  in- 
stead of  being  semicircular  it  covers  only  72**  of  a  circle,  the  lower  edge,  as  shown 
in  the  figure,  being  a  little  beyond  the  lowest  point  of  the  curve.  The  trough 
is  set  horizontal  and  the  wash  water,  which  is  fed  all  along  the  upper  edge  of  tiie 
curve,  at  B,  flows  down  at  right  angles  to  the  axis.  Ore  being  fed  at  one  end, 
from  the  hopper  A,  is  moved  forward  and  at  the  same  time  carried  up  the  slope, 
against  the  stream  of  wash  water,  by  oblique  blades  attached  to  a  revolving  frame. 
These  blades  revolve  close  to  the  trough,  at  about  20  revolutions  a  minute.  They 
agitate  the  ore  bed,  thereby  bringing  the  gangue  to  the  surface;  and  then  the 
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water  carries  the  gangae  down  into  the  boxes  C  and  D.  The  concentrates  are 
discharged  into  the  box  E.  The  obliquity  of  the  blades  can  be  varied  to  suit 
the  conveying  speed  required  at  any  point  in  the  length.  The  machine  makes 
a  very  complete  separation  of  tin  ore  in  a  single  operation.  In  one  instance, 
when  treating  unsorted  pulp,  the  contents  of  the  first  box,  C,  contained  some 
slime  tin  which  required  re-treatment,  but  that  of  the  second  box,  D,  was  too 
poor  to  pay  for  re-treatment.  At  the  Lisburne  mines,  Cardiganshire,  Wales,  an 
ore  containing  15%  lead,  with  quartz,  blende,  calcite  and  slate,  was  treated  at 
the  rate  of  2^  tons  per  hour,  yielding  a  concentrate  with  60%  of  lead,  which  was 
raised  to  75%  by  a  second  treatment.^  In  another  case  a  concentrate  containing 
80%  of  galena  was  produced  in  a  single  operation  from  an  ore  carrying  only  3% 
of  galena.^*  The  percentage  of  lead  in  the  tailings  is  not  stated  for  either  of 
these  cases.  The  size  of  material  treated  is  not  stated,  but  it  is  presumably 
stamp  mill  pulp  below  1  mm.  in  size. 

§  262.  Wash  Trommels  are  hollow,  revolving  cylinders  or  cones  (set  with 
their  axes  horizontal)  which  disintegrate  and  float  the  clayey  matter  while  ore 
9nd  water  are  passing  through  them.  This  is  accomplished  by  impact  between 
the  lumps  of  ore,  sometimes  assisted  by  the  lifting  and  cutting  action  of  blades, 
spikes  or  longitudinal  slats.  In  the  cylindrical  form  the  ore  is  conveyed  for- 
ward by  oblique  blades,  acting  on  the  principle  of  a  propeller,  or  by  continuous 
screw  threads;  but  in  the  conical  form  the  ore  moves  forward  by  gravity.  There 
are  two  chiefs  classes  of  wash  trommels: 

(a)  Those  with  a  partially  closed  discharging  end,  in  which  the  lumps  are 
immersed  in  a  pool  of  water  for  washing;  and 

(6)  Those  with  the  discharging  end  completely  open,  in  which  the  ore  is 
washed  by  either  a  stream  or  sprays  of  water,  or  by  both.  In  class  (a)  the  ore 
is  discharged  either  by  a  contracting  cone  with  screw  threads  or  by  a  little  sand 
wheel  elevator;  in  class  (b)  it  discharges  by  gravity. 

Continuous  screw  threads  are  troublesome  both  to  construct  and  maintain, 
and,  beside,  they  do  too  much  conveying  and  too  little  disintegrating.  Oblique 
knives  or  blades  appear  to  be  generally  preferred  to  continuous  threads. 

Friction  wheels  are  more  commonly  used  for  the  support  of  these  trommels 
than  spiders  upon  central  shafts.  The  latter,  however,  are  not  infrequently 
used  for  trommels  of  class  (b). 

Rittinger  says  that  the  most  satisfactory  peripheral  speed  is  2^  feet  per 
second.  If  the  speed  is  too  slow  it  not  only  wastes  time,  but  the  operation  is 
less  effective;  and  if  too  fast,  the  time  of  exposure  is  too  short  for  the  proper 
softening  of  the  clay. 

In  this  country  log  washers  appear  to  have  pretty  much  driven  out  the  wash 
trommels,  and  on  this  account  there  is  a  dearth  of  data  upon  the  latter.  The 
author  therefore,  places  before  his  readers  machines  described  as  standard  by 
foreign  authors. 

§  263.  Wash  Trommels  with  Ore  Immersed  in  Water. — The  wash  tronmiel 
shown  in  Figs.  199a  and  1996  is  an  expanding  cone  with  partially  closed  ends, 
running  on  friction  rollers.  The  ore  is  fed  from  the  hopper  a  and  wash 
water  is  run  in  from  the  pipe  6.  The  disintegration  is  accomplished  wholly 
by  impact  among  the  lumps  of  ore  as  they  tumble  down  the  slope.  The  ore  and 
water  are  raised  by  the  sand  wheel  buckets  at  c,  and  discharged  upon  the  launder 
d.  If  there  is  too  much  water  for  the  sand  wheel  to  remove,  the  excess  over- 
flows at  e  into  a  trough  placed  to  receive  it.  There  can  be  no  overflow  at  /,  be- 
cause /  is  higher  than  e. 

The  walls  of  the  trommel  consist  of  two  layers  of  wooden  staves,  each  1^  to 
2  inches  thick.  It  is  bound  with  six  iron  hoops.  There  are  sixteeen  of  the  ele- 
vator buckets  each  8  inches  wide  and  14  inches  long,  made  of  plate  iron  with 
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bent  edges  2  inches  wide.  They  are  laid  out  so  as  to  be  tangent  to  a  circle  24 
inches  in  diameter. 

The  capacity  is  200  to  300  cubic  feet  of  mine  fines  per  hour,  or,  if  very  clayey, 
100  cubic  feet;  1,000  to  2,000  gallons  of  water  are  required  per  hour,  and  the 
power  used  is  i  to  }  horse  power.^  This  style  of  tronmiel  sometimes  has  longi- 
tudinal ribs  for  lifting  the  ore.* 

A  Bradford  washer,  consisting  of  a  cylindrical  wash  trommel  8  feet  long  and 
52  inches  in  diameter,  was  formerly  used  at  the  Gopake  Iron  Works."  The 
cylinder,  made  of  iron  staves  perforated  with  J-inch  holes,  is  carried  on  three 
bpiders.  On  the  inside  are  inclined  blades  for  disintegrating  and  conveying 
forward  the  ore.  The  lower  portion  of  the  cylinder  dips  into  water  deeply 
enough  to  .completely  immerse  the  ore.  At  the  discharge  end,  perforated  lifting 
blades  deliver  the  ore  to  the  rinser,  38  inches  in  diameter  and  20  inches  long, 
where  it  is  washed  with  clean  water,  and  then  passes  to  the  separator,  the  water 
flowing  back  into  the  trommel.  The  separator  is  simply  a  sizing  trommel  30 
inches  in  diameter  3  feet  long  and  made  of  spaced  rings.  The  trommel,  the 
rinser  and  the  separator  are  ail  on  the  same  axis.  The  imdersize  of  the  wash 
tronmiel,  which  collects  in  the  tank,  is  carried  by  the  water  to  a  lO-mesh  sizing 
tronmieL    The  products  are:  Clean  lump  ore  from  separator;  small  ore,  onder- 
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FIG.  199. — WASH  TROMMEL  (AFTER  RITTINOER). 

size  of  separator;  small  ore,  oversize  of  10  mesh;  clay  and  mud,  undersize  of 
10  mesh.  The  machine  yields  20  tons  clean  ore  per  hour  from  ore  carrying  20% 
of  waste. 

At  Cabarceno,  Spain,  a  cylindrical  wash  trommel,  15  feet  long,  6  feet  6  inches 
in  diameter,  is  used  to  clean  limonite  ore.^*  It  has  an  internal  screw  thread  of 
1  foot  pitch,  about  10  inches  high.  Between  the  threads,  at  intervals  of  1  foot 
and  parallel  to  the  axis,  are  lifting  blades  4  inches  broad  and  4  inches  high. 
The  discharge  end  is  made  conical,  and  the  ore  is  carried  up  the  slope  of  the  cone 
by  the  screw  blades,  and  thus  discharged.  The  trommel  is  supported  on  friction 
rollers  and  is  driven  directly  by  gear  and  pinion,  at  a  speed  of  12  revolutions  a 
minute.  It  treats  6  cubic  feet  of  ore  per  minute,  using  80  gallons  (10.7  cubic 
feet)  of  water  per  minute  with  the  ore,  and  70  gallons  (9.4  cubic  feet)  addi- 
tional for  rinsing  the  ore  in  the  discharging  cone.  The  water  and  clay  are  dis- 
charged at  the  feed  end.  In  10  hours  it  produces  70  to  100  tons  of  cleaned  ore, 
carrying  2%  or  less  of  clay.  A  cubic  yard  of  mine  ore  yields  600  pounds  of 
cleaned  ore. 

The  Crickboom  wash  trommel  (Fig.  200),  is  a  steel  plate  cylinder  98.4  inches 
(2,500  mm.)  long,  49.2  inches  (1,250  mm.)  diameter.  At  the  feed  end  is  a 
truncated  cone  12.1  inches  (307  mm.)  long  on  the  axis  and  29  inches  (736  mm.) 
diameter  at  the  small  end.     At  the  discharge  end  is  a  truncated  cone  12.1  inches 
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(307  mm.)  long  and  39.1  inches  (993  mm.)  diameter.  Within  the  cylinder 
are  fourteen  longitudinal  lifting  slats  of  flat  iron,  each  of  which  is  attached  by 
seven  short  angle  irons  to  the  shelly  leaving  a  clear  space  under  the  slats  of  } 
inch  (19  mm.).  Upon  each  of  these  slats  are  attached  nine  blades^  the  tops 
and  bottoms  of  which  are  even  with  the  top  and  bottom  of  the  slat,  and  the 
blades  are  set  at  an  angle  of  about  70°  with  the  axis  of  the  machine.  The 
cylinder  is  supported  on  four  friction  rollers.  Passing  through  the  center  is  a 
shaft,  supported  in  independent  bearings  and  carrying  sixty-two  arms  placed 
in  four  longitudinal  rows.  The  radius  of  the  revolving  arms  is  15.6  inches 
(395  mm.) ;  the  radius  of  the  inner  ends  of  the  blades  on  the  cylinder  is  18.8 
inches  (477  nun.) ;  leaving  a  clear  space  of  3.2  inches.    The  cylinder  makes 
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(a)  LoDgltudiiia]  Section. 


(6)  Cross  Sectioo. 
FIG.    200. — CRICKBOOM    WASH    TBOMMEL. 


10  revolutions  a  minute  in  one  direction;  the  arms  make  220  revolutions  per 
minute  in  the  opposite  direction.  The  ore,  which  is  fed  with  water  from  a 
hopper  at  the  feed  end,  is  raised  by  the  longitudinal  slats  to  a  point  somewhat 
above  the  center,  and  at  the  same  time  moved  forward  by  the  diagonal  blades. 
As  it  falls,  it  is  struck  by  the  rapidly  descending  arms,  and  disintegrated.  The 
}-inch  spaces  under  the  slats  save  the  water  and  fine  ore  from  being  lifted.  The 
mixed  water,  sand  and  lumps  of  ore  are  discharged  by  overflowing  at  the  lower 
end  of  the  machine.  At  the  Altenberg  mino  in  Aachen,  one  of  these  trommels 
treats  4,500  to  6,000  kilos  (5  to  5.5  tons)  of  tough  clayey  ore  per  hour,  using 
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8  cubic  meters  (2,110  gallons)  of  water.  »The  trommel  lasts  nine  to  ten  years, 
except  that  the  conical  receiving  and  discharging  ends  wear  somewhat  faster.* 
§  264.  Wash  Trommels  Washing  the  Ore  in  a  Running  Stream  of  Water. 
— Fig.  201  shows  a  simple  form  of  wash  trommel  consisting  of  a  plate  iron  cone 
1,960  mm.  (77.2  inches),  long,  with  a. small  diameter  of  1,100  mm.  (43.3  inches) 
and  a  large  diameter  of  1,300  mm.  (51.2  inches).  The  whole  is  carried  on  a 
six-armed  spider  at  each  end,  the  spiders  being  keyed  to  a  wrought  iron  shaft 
100  mm.  (3.9  inches)  diameter.  At  the  feed  end  is  a  cone  820  mm.  (32.3 
inches)  small  diameter,  310  mm.  (12.2  inches)  long  on  the  axis..    The  first  750 
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FIO.   201. — PLAN    (partly   IN   SECTION)    OF   A   COMBINED   WASH    TROMMEL    AND 
SIZING  TROMMEL  (AFTER  LINKENBACH ) . 

mm.  (29.5  inches)  length  beyond  the  feed  cone  carries  three  rings  of  spikes, 
115  mm.  (4.5  inches)  long,  projecting  toward  the  center.  There  are  22  spikes 
m  each  ring.  The  remaining  1,210  mm.  (47.7  inches)  of  the  length  is  perfor- 
ated with  30-mm.  holes.  The  ore  is  fed  from  the  hopper  a  into  the  receiving 
cone  h  by  means  of  a  stream  of  waiter.  Water  is  also  used  on  the  outside  of  the 
screen,  in  the  form  of  a  spray.  The  trommel  makes  15  revolutions  a  minute, 
treats  99  tons  of  ore  in  24  hoursj  and  if  the  latter  does  not  contain  too  much 
clay,  uses  26.4  gallons  (100  liters)  of  water  a  minute,  consuming  about  0.5  horse 
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FIG.   202. — SKETCH   OF   WASH   TROMMEL   USED  AT   MILL   47. 

power.*    It  yields:  Oversize,  which  is  cleaned  lump  ore;  imdersize  which  is  fine 
ore,  clay  and  water. 

A  conical  plate  iron,  wash  trpmmel  (Pig.  202)  is  used  in  Mill  47  for  treating 
the  cover  work  from  the  steam  stamps.  It  is  42  inches  long  on  the  axis.  The 
large  diameter  is  36  inches,  and  the  small  diameter  30  inches.  It  is  carried  on 
a  shaft,  by  a  six-armed  spider  at  each  end.  At  the  lower  end  is  an  annular  dam 
6  inches  high  and  extending  around  nearly  half  the  circle.  In  the  base  of  this 
dam  are  square  perforations  2  inches  wide,  2J  inches  high  and  2  inches  apart. 
The  remainder  of  the  circle  has  retaining  fins  2^  inches  high,  2  inches  wide,  with 
2-inch  spaces  between  them.     At  the  end  of  each  revolution,  the  material  which 

*  Private  oommunication  from  Oberb«rgrath  O.  BUhan  to  the  aatbor. 
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has  not  found  its  way  out  through  these  boles  and  spaces,  is  guided,  by  a  diagonal 
fin,  to  a  discharge  hole  6X18  inches  in  the  body  of  the  trommel,  a  few  inches 
from  the  lower  end,  and  around  three  sides  of  which  is  a  shield  6  inches  high. 

In  comparing  log  washers  with  wash  trommels,  Benedict  states  that  the  latter 
do  more  work  than  the  former,  but  the  ore  is  not  so  well  cleaned  by  them,  and 
the  running  expense  is  probably  higher.*' 

§  265.  Washing  Pans. — ^Large  circular  pans  are  sometimes  used,  in  which 
the  ore  is  disintegrated  by  revolving  blades,  or  by  rollers  and  scrapers.  The 
ore  being  fed  with  water  at  one  side,  the  clay  and  fine  sand  overflow  at  the  center 
while  the  heavy  product  collects  in  the  bottom  of  the  pan.  * 

In  the  South  African  diamond  fields,  in  order  to  free  the  weathered  diamond- 
bearing  '"blue  ground"  (see  §  616)  from  the  finest  sand  and  mud,  an  iron  pan, 
14  feet  in  diameter  and  12  inches  deep,  is  used.*®  •"*  **  In  the  middle  of  the 
pan  is  a  circular  dam  4  feet  in  diameter  and  8  inches  high.  A  vertical  central 
shaft,  revolving  8  or  9  times  a  minute,  carries  10  horizontal  arms,  each  provided 
with  6  or  7  vertical  blades,  which  are  arranged  in  a  spiral  between  the  dam  and 
the  edge  of  the  pan.  The  *T)lue,''  after  passing  through  the  (|  inch?)  holes  of 
a  trommel,  is  fed  with  water  at  the  outer  edge  of  the  machine.  It  is  disinte- 
grated by  the  revolving  blades,  and  the  water  carries  the  clay  over  the  inner  rim 
into  a  irough,  while  the  heavy  gravel  is  worked  toward  the  outer  rim.  To 
avoid  possible  loss  of  diamonds  in  the  overflowing  clay,  the  overflow  from  two 
pans  passes  through  one  safely  pan  of  the  same  construction,  except  that  the  bot- 


FIO.  203. — MONITOB  HTDKAULIC  GIANT. 

tom,  instead  of  being  flat,  slopes  gently  toward  the  outer  rim.  One  pan  treats  400 
to  450  loads  in  10  hours,  leaving  a  deposit  of  3  or  4  loads,*  which  is  removed 
through  a  gate  in  the  bottom,  by  means  of  scrapers  attached  to  the  revolving 
arms.  These  pans  resemble  the  basin  washers''  that  are  used  in  Europe  to  dis- 
integrate clay. 

A  pan,  in  some  respects  similar  to  those  just  described,  is  used  for  washing 
corundum  and  emery.**  It  consists  of  a  shallow  wooden  tub  5  feet  in  diame- 
ter, with  a  cast  iron  bed,  on  which  two  heavy  wooden  rollers  revolve  about  12 
times  a  minute.  The  material  is  stirred  by  an  iron  fork  that  precedes  each  roller. 
Constantly  flowing  water,  carefully  regulated,  carries  the  lighter  portion  through 
outlets  in  a  raised,  central  platform,  the  heavy  corundum  remaining  in  the  pan. 
The  operation  is  continued  3  to  5  hours.  One  man  can  tend  8  pans,  each  of 
which  requires  3  to  5  horse  power.  Much  care  must  be  exercised  not  to  round 
the  grains  of  corundum,  which  will  take  place  rapidly  after  a  certain  point  in 
the  process  is  reached,  and  will  greatly  impair  their  cutting  edges. 

§  266.  Hydraulic  Giants  are  specially  designed  nozzles  which  serve  to  con- 
trol and  direct  the  powerful  jets  of  water  that  are  sometimes  used  to  disinte- 
grate large  bodies  of  ore.  Fig.  203  represents  the  Monitor,  which  is  one  of  the 
forms  that  has  found  favor  in  auriferous  gravel  mining.  The  movements  to 
right  and  left,  or  up  and  down,  are  upon  vertical  and  horizontal  pivots  re- 

*  A  load  of ''  blue  ground  *'  weighs  about  1,600  pounds. 
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epectively.  The  guiding  parts  coneist  oi:  A,  the  iron  nozzle,  B,  the  deflector, 
attached  by  a  gimbal  joint ;  and  C,  a  lever  to  govern  the  movement  of  S.  When 
C  is  moved  in  any  direction,  the  force  of  the  water  jet  actiog  npon  B  moves 
the  whole  nozzle  to  the  same  side  that  C  was  moved.  The  size  of  nozzles  ranges 
from  4  to  9  inches  in  diameter,  6i  to  7  inches  being  the  most  common  sizes. 
To  provide  the  necessary  force  for  the  jets,  water  columns  of  55  to  1,720  feet 
have  been  used  at  California  placer  mines,  the  usual  heights  ranging  from  200 
to  400  feet.  For  details  the  reader  is  referred  to  Bowie's  "Hydraulic  Mining.'* 
A  hydraulic  nozzle  was  formerly  used  at  Iron  Mountain,  Missouri,  for  washing 
away  tfie  light  clay  in  a  superficial  deposit  of  hematite,  preparatory  to  jigging. 
The  method  used  was  to  hydraulic  down  the  bank,  taking  out  the  larger  part  of 
the  clay;  to  hydraulic  it  a  second  time;  and  then  to  haul  the  gravel  to  the  mill. 


PIG.  204. — Haskell's  jet  washer. 

where  a  series  of  revolving  screens  and  Bradford  jigs  completed  the  concentra- 
tion of  the  hematite. 

Hydraulic  nozzles  are  used  in  Mill  7,  in  washing  land  pebble  phosphate.  A 
nozzle  1  to  2  inches  (generally  1^  inches)  diameter  is  used.  One  of  these 
nozzles  disintegrates  the  rock  in  place, 'another  is  used  to  discharge  the  rock 
from  the  transporting  barge,  and  a  third  nozzle  is  used  in  the  jet  washer 
(Fig.  204),  which  is  an  iron  cylinder  6  feet  long,  2  feet  diameter,  with  one  end 
closed,  and  with  a  feed  hopper  above.  A  jet  1^  inches  diameter,  delivered  from 
a  steam  pump  under  60  pounds  pressure  per  square  inch,  plays  in  at  the  open 
end  and  gives  a  fioal  disintegration  to  the  clay.  Although  the  log  washer  is 
used  at  this  establishment,  the  jet  is  found  to  be  a  far  more  efficient  disinte- 
grator, and  hence  its  use  in  the  variety  of  ways  indicated. 


BiBuoGBAi*.  :  OF  Pbelihinabt  Washsbs. 

1.  Bilharz,  O.,  (1896),  "Mech.  Aufbeioitung,'*  Vol.  I.,  p.  65.    The  Camall  and  the  Ctifk- 

boom  wash  trommels.    Illuntrated. 

2.  Davies,  E.  H.,  (1894),  "Mach.  Metal.  Mines,''  p.  446.    The  Crickboom  wash  trommel 

and  experience  with  it. 

3.  Foster,  C.  Le  N.,  (1894),  "Ore  and  Stone  Mining,"  p.  539.    Washing  pits,  pans  and 

trommels.     Illustrated. 

4.  Gaetzschmann,  M.   F.,    (1864),  "Aufbereitung,"  Vol.   I.,  pp.  604  and  701.    Several 

forms  of  trough  washers  and  wash  trommels.     Illustrated. 

5.  Hunt,  R.,    (1884),  "British   Mining,"  p.   766.   Illustrated  description  of  Ball's  "re- 

volving knife  huddle,"  with  results. 

6.  Linkenbach,  C,  ( 1887 ) ,  "Aufbereitung  der  Erze,"  p.  22.    Expanding  cone  wash  trom- 

mel.    Illustrated. 

7.  Rittinger,  P.  R.  von,  (1867),  "Aufbereitun^skunde,"  p.  233.    Trough  washers;  and  a 

wash  trommel  with  partially  closed  ends.    Illustrated. 


PBBLIMINABT  WA8BBER  335 

8.  Am.  Inst.  Min,  Bng.,  Vol.  XXIV.,   (1894),  p.  84.    Guy  R.  Johnson.    Log  washing 

plant  at  Longdale,  Va.    Illustrated. 

9.  Ann,  des  Mines,  Series  VII.^  Vol.  II.,   (1872),  p.  279.    A.  Henry.    Wash  trommel 

with  partially  closed  end,  and  with  longitudinal  ribs. 

10.  Cas9ief*s  Mag.,  Vol.  XIV.,   (1898),  p.  38d.    Thomas  H.  Leggett    Diamond  washing 

pans.    Illustrated. 

11.  ChareoQl  Iron  Workers,  Vol.  VII.,   (1886),  p.  6.    William  A.  Miles,    A  perforated 

cylindrical  wash  trommel  with  oblique  blades,  combined  with  rinsing  cylinder  and 
a  sizing  trommel. 

12.  CoU.  Eng.^  Vol.  XVII.,  (1896-1897),  p.  190.    Scaife's  improved  trough  washer.    Illus- 

trated. • 

13.  CoU.  Guard.,  Vol.  LXVII.,  (1894),  p.  496.    Same  as  A.  I.  M.  B.,  Vol.  XXIV.,  p.  34. 

14.  Eng.  d  Min.  Jour.,  Vol.  L.,  (1890),'p.  11.    The  Thomas  log  washer. 

15.  Ihid.,  Vol.  LIII.,  (1892),  p.  349.    W.  de  L.  Benedict  briefly  outlines  a  log  washing 

plant. 

16.  Ihid.,  Vol.  nil.,    (1892),  p.  665.    John  W.  Meier.    Wash  trommel  with  partially 

dosed  end,  combined  witn  a  screening  tronunel. 

17.  md..  Vol.  LVII.,  (1894),  p.  223.     Same  as  A.  I.  M.  B.,  Vol.  XXIV.,  p.  34. 

18.  Inet.  Civ.  Eng.,  Vol.  CXVI.,  (1894),  p.  331.     Frederick  Kensington.    Cylindrical  wash 

trommel  with  scrciv  threads  and  lifting  blades.    Illustrated. 

19.  Inet.  Mech.  Eng.,  (1873),  p.  166.    Richard  Taylor.    Results  of  work  with  "revolTing 

knife  huddle." 

20.  Iron  Age,  Vol.  LTV.,  (1894),  p.  222.     Same  as  Inet.  Civ.  Eng.,  Vol.  CXVI.,  p.  831. 

21.  Min.  Ind.,  Vol.  II.,  (1893),  p.  545.    Washing  pan  for  diamondiferous  earth. 

22.  Ibid.,  Vol.  v.,  (1896),  p.  19.    Charles  N.  Jenks.    Washins  pan  for  corundum. 

23.  17.  8.  Geol.  Surve^^—Min.  Reaouroea,  (1897-98),  p.  387.    Heinrich  Ries.    Basin  washers 

and  wash  trommels  for  disintegrating  clajr. 


CHAPTER  IX. 

.      SIZING   SCREENS. 

§  267.  SoBEENS  OR  Sieves  are  surfaces  with  holes  in  them,  which  serve  to 
separate  the  finer  particles,  which  can  pass  through  the  holes,  from  the  coarser, 
which  cannot;  the  purpose  of  screen  sizing  being  to  divide  the  ore  into  such  a 
series  of  products  that  the  concentrating  machines  which  follow  (jigs,  magnetic 
concentrators,  etc.),  can  readily  separate  the  values  from  the  waste.  They  may 
be  classified  as  follows: 

mauonary  screens j  Perforated  plate  and  wire  cloth  screens  for  medium  and  fine  work. 

(  Plane  Khaking  screens,  or  riddles. 
Moying  Screens. •<  Vibratiof?  frrizslies,  or  oscillating  bar  screens. 

( Revolving  screens,  or  trommels. 

Stationary  Screens. 

§  268.  Orizzlies  or  Bar  Screens. — These  are  screens  for  separating  coarse 
ore  from  fine.    They  are  usually  made  of  stationary  bars,  placed  at  a  definite 


FIG.   205. — GRIZZLY  OR   BAR   SCREEN. 

distance  apart  (see  Fig.  205).  This  distance  limits  the  size  of  particles  which 
can  pass  through  the  screen.  The  two  products  they  yield  are  called  undersize 
and  oversize,  the  former  containing  the  particles  that  are  small  enough  to  go 
through  between  the  bars,  the  latter  those  that  are  not.  The  grizzly  is  set  at 
such  an  angle  that  the  ore  will  slide  upon  the  bars  automatically.     The  angle 
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for  quartz  ores  is  usually  45^.  Some  minerals  slide  at  much  less  angle. 
Grizzlies  used  in  mills  (see  Table  186),  are  naturally  divided  into  two  classes: 
(1)  Those  which  relieve  the  breaker,  the  sorting  table  or  the  spalling  floor  of 
the  fine  ore;  (2)  those  upon  which  hand  sorting  is  done  at  the  same  time  with 
the  screening.  In  the  first  class  the  bars  are  nearly  always  set  at  an  angle  at 
which  the  rock  will  slide  freely ;  in  the  second  class  a  much  gentler  slope  is  used. 
To  make  the  ore  slide  as  easily  as  possible,  the  bars  are  always  placed  with 
their  lengths  in  the  direction  of  steepest  slope.  They  are  supported  at  both 
ends,  as  shown  in  Fig.  206.  Their  lateral  flexibility,  which  might  cause  the 
bars  to  spring  apart  and  allow  large  lumps  to  pass  through,  is  overcome  by 
bolts  running  across  the  grizzly  through  holes  in  the  bars,  with  space  thimbles 


FIG.    206. — ^METHOD   OF   SUPPORT-      FLO.   207.— <}RIZZLY  BARS  AT  MILL  44. 
INO  GRIZZLIES. 

placed  on  the  bolts  between  the  bars  (see  Pig.  205).  At  Mill  44  very  heavy, 
stiff  bars  are  used  and  the  spaces  are  maintained  by  means  of  flanges  cast  on 
the  ends  (see  Pig.  207).  The  sides  of  the  grizzly  should  be  walled  in  with 
heavy  planks  to  confine  the  ore.  The  bars  are  generally  strong  enough  to  bear, 
without  intermediate  supports,  the  heavy  loads  of  ore  that  are  sometimes  dumped 
upon  them,  the  strength  and  weight  being  proportioned  to  the  weight  of  ore 
dumped  at  one  time.  The  loads  are  very  heavy  at  Mills  44,  46,  47  and  48; 
at  all  the  others  they  are  lighter.  The  length  and  width  are  proportioned  to 
the  volume  of  ore  dumped  at  one  time,  and  to  the  percentage  of  fines.  The 
bars  should  have  such  a  cross  section  that  the  spaces  will  widen  from  the  upper 
to  the  under  side,  thus  insuring  a  free  discharge  of  the  undersize.  Pig.  206 
shows  the  commonest  form  of  bar.  The  following  list,  taken  from  the  Union 
Iron  Works  catalogue,  gives  several  sizes  of  grizzlies  using  this  form  of  bar : 


Width. 

Length. 

Spaces. 

Bars. 

Weight 

Foet. 

Feet 

Inches. 

Inches. 

Pounds. 

6 
8 

eoo 

800 

10 

^^ 
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R 

1,800 

10 

1,800 

18 

'k^z8^i4 1 

1.80(» 

10 
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8,400 

IS 

«x8« 

8,900 

Mill  35  uses  round  bars  with  the  ends  bent  at  right  angles  and  driven  into 
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two  supporting  timbers  (see  Fig.  208).  Mills  65,  73  and  74  use  old  stamp 
stems  3  inches  in  diameter  and  11  feet  long.  Various  designs  have  been  made 
to  get  the  most  wear,  and  throw  away  the  least  material  when  the  bars  are  worn 
out.  A  thick  head  gives  metal  to  withstand  the  wear;  and  a  narrow,  deep 
web  gives  the  stren^h  to  resist  bending.  This  form  also  clears  itself  well, 
because  of  the  widening  space  below.  Special  forms,  designed  for  this  purpose, 
are  used  in  Mills  22,  28,  46,  47,  48,  61  and  92. 

Mill  61  has  a  grizzly  consisting  of  two  sets  of  bars,  one  following  the  other, 


PIG.  208. — A  METHOD  OP 
SUPPORTING  BOUND 
OBIZZLT    BARS. 


FIG.  209.  FIG.  210.  FIG.  211.         FIG.  212. 

CROSS  SECTIONS  OF  SPECIAL  GRIZZLY  BARS. 


with  a  drop  of  2^  inches  from  the  end  of  the  first  set  to  the  beginning  of  the 
second.  The  upper  set  takes  the  hardest  wear  and  is  replaced  oftener  than  the 
lower  set.  The  special  narrowing  of  the  bar  and  widening  of  the  space  down 
the  slope  of  these  bars  is  to  make  them  clear  themselves.  Except  that  their  lower 
ends  are  supported  they  are,  in  every  sense,  finger  bars,  that  is,  bars  supported 


cr 


FIG.  213. — ^ELEVATION  OF  GRIZZLY  MADE  OF  INVERTED  RAILS. 


only  at  the  upper  end  and  having  a  decreasing  width  of  bar  and  consequently 
an  increasing  width  of  space  toward  the  lower  end.*^ 

Mill  22,  also,  uses  two  sets  of  bars.  In  this  case  the  first  set  has  a  steeper 
slope  than  the  second.  The  bar  used  in  this  mill  has  a  heavy  head  supported  by 
a  deep,  narrow  web  below  (see  Fig.  209). 

Mills  46  and  48  use  a  spruce  timber  capped  with  a  square  iron  bar  (see  Fig. 
210).  When  the  iron  is  worn  out  the  timber  will  generally  be  worn  out  also. 
Mill  92  uses  a  wooden  bar  capped  with  half-round  iron  bolted  on  (see  Fig.  211). 
Mill  47  uses  cast  iron  bars  capped  with  steel  angle  irons  (see  Fig.  212).  The 
steel  wears  out,  but  the  iron  is  permanent.     Of  the  various  designs  seen  by 
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the  author  this  probably  has  the  least  material  to  throw  away.  Mill  28  uses 
8-pound  iron  rails  with  the  flanges  up  (see  Fig.  213).  These  are  probably 
adopted  in  order  to  utilize  old  rails.  They  do  not  last  well,  and  they  rapidly 
wear  to  wider  spaces.     They  make  the  spaces  wider  at  the  bottom  than  at  the  top. 

Tabulated  data  of  grizzlies  in  the  mills  are  given  in  Table  185. 

Oravel  screens  are  inclined  flat  screens  for  coarse  sizing,  generally  made  of 
wire  cloth.  They  are  used  for  similar  work  to  grizzlies,  but  on  a  smaller  scale. 
They  are  often  portable  and  worked  by  shoveling  the  ore  upon  them  from  the 
front.  Gravel  screens  are  used  in  Mills  1,  2,  12,  14  and  54.  For  details  see 
Table  185. 


TABLB     185. — ^DIliENSIONS,     MATERIAL    AND     LIFE     OF    ORIZZLIBS     AND     GRAVBL 

SCREENS  IN  THE  HILLS. 
Al>breTlatiODi.~Ft.=feet;  Hor.shoristontal;  In.=iDchM;  lb.3spound;  No.=number. 
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Summary  of  Orizzlies  and  Oravel  Screens. — Of  the  grizzlies  that  simply 
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screen  the  ore,  among  the  30  whose  slopes  are  given,  twelve  slppe  45*,  five  slope 
from  35**  to  43**,  and  the  others  range  all  the  way  down  to  horizontal.  Some 
ores  will  slide  properly  at  35**,  but  40**  or  45°  is  nsuallv  nreferrei  At  a 
steeper  slope  than  .45**  the  ore  moves  too  fast  to  be  properly  screened;  at  less 
than  35**  the  ore  will  generally  have  to  be  raked  forward.  The  duties  of  the 
grizzlies  in  this  class  (without  hand  picking)  are  as  follows:  Twenty  relieve 
breakers,  eight  relieve  spalling  floors,  three  relieve  picking  tables,  two  relieve 
shipping  ore,  and  one  relieves  steam  stamps  of  fine  ore. 

The  grizzlies  that  are  used  for  hand  picking  combined  with  serening,  with 
one  exception,  range  in  slope  from  23**  to  32**.  At  these  angles  the  ore  does  not 
slide  automatically,  but  is  easily  raked  forward,  thus  facilitating  both  the  pick- 
ing and  the  delivery  to  the  next  machine.  In  one  case  the  grizzly  is  horizontal. 
The  duties  of  the  grizzlies  in  this  class  are  as  follows :  Six  relieve  breakers  and 
one  relieves  steam  stamps  of  fine  ore,  one  relieves  log  washers  and  one  relieves 
a  jig  of  coarse  ore,  and  one  serves  merely  to  remove  the  fines  in  order  to  facilitate 
the  work  of  the  pickers. 

A  satisfactoiy  size  of  grizzly  for  gold  mills  appears  to  be  about  4X12  feet. 
In  the  mills  using  jigs  to  concentrate  ordinary  lead  or  copper  ores,  the  practice 
varies  greatly;  a  grizzly  6X12  feet  would  meet  the  largest  demand  recorded. 
The  grizzlies  used  for  the  native  copper  of  Lake  Superior  vary  from  6  to  8 
feet  in  width  and  from  7  to  14  feet  in  length.  Their  bars  are  all  made  to 
stand  very  heavy  work. 

Inspection  of  Table  185  shows  that  grizzly  bars  for  extra  heavy  work,  and 
having  wide  spaces,  are  made  of  chilled  cast  iron,  of  cast  steel,  of  wood  capped 
with  wrought  iron  or  steel,  and  cast  iron  capped  with  steel  angle  bars;  while 
grizzly  bars  for  lighter  work  and  smaller  spaces  are  of  flat,  wrought  iron  or 
sleel  bars,  on  edge. 

The  wear  upon  grizzlies  is  so  small  that  the  cost  per  ton  of  ore  is  insignificant. 
The  life  of  a  few  grizzlies  is  here  given :  200,000  tons  of  ore  in  Mill  13 ;  25,000 
tons  in  Mill  28;  3,675  tons  in  Mill  42;  200,000  tons  in  Mill  61;  18,000  tons 
wore  off  less  than  ^  inch  from  3-inch  bars  in  Mill  62;  140,000  tons  in  Mill  64; 
*Svom  but  little  in  10  years"  in  Mill  67 ;  lasted  10  yeartf  in  Mill  59 ;  5  years  in 
Mill  68. 

There  does  not  seem  to  be  much  need  of  the  grizzly  to  relieve  the  breaker  of 
the  fines,  for  it  is  everywhere  economy  to  have  a  breaker  of  greater  capacity  than 
the  mill.  A  grizzly  must  be  used,  however,  where  the  tendency  to  form  slimes 
is  to  be  avoided,  and  it  saves  some  wear  on  the  jaws.  Of  the  mills  using 
breakers,  stamps,  amalgamating  plates  and  vanners,  17  have  grizzlies  and  7 
have  not;  of  the  mills  using  rolls,  trommels  and  jigs,  15  have  grizzlies  and  18 
have  not;  of  the  mills  using  steam  stamps,  classifiers  and  jigs,  all  of  the  six  , 

described  use  grizzlies.  i 

§269.  Pbrfobated  Plate  and  Wire  Cloth  Screens  for  Meditth  and  | 

Fine  Work. — Mill  91  has  two  sets  of  stationary  sloping  screens  made  of  perfor- 
ated plates,  both  used  for  dry  screening.  The  coarse  set  is  about  the  same  as 
a  14-me8h  cloth  screen,  and  is  capable  of  screening  crushed  ore  and  the  re- 
crushed  oversize  to  the  extent  of  300  tons  of  undersize  per  hour.  Each  screen 
slopes  45"*  and  has  a  net  perforated  surface  22  inches  long  and  16  inches  wide. 
One  inch  of  blank  margin  is  left  all  around  for  attaching  it  to  its  frame.  The 
screen  is  made  of  crucible  steel  0.03  inch  thick,  and  has  slots  0.5  inch  long  and 
0.06  inch  wide.  The  percentage  of  opening  is  17.62%.  Sand  to  be  screened  is 
fed  to  a  tier  of  four  screens,  placed  one  above  the  other,  but  sloping  opposite 
ways  (see  Pig.  214).  The  oversize  of  the  first  goes  to  the  second,  that  of  the 
second  to  the  third  and  so  on.  The  final  oversize  has,  therefore,  traversed  88 
inches  of  screen.    Three  tiers,  mounted  side  by  side,  12  screens  in  all,  make 
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a  bank.     Two  banks  are  placed  back  to  back  for  convenience.     Four  banks 
make  a  block,  which  are  boxed  in  dust  tight,  48  sieves  in  all.     There  are  5 

blocks,  making  a  total  of  240  screens  to  turn  out  300 
tons  of  undersize  per  hour,  about  equivalent  to  14- 
mesh  wire  cloth  in  size.  It  makes  200  tons  per  hour 
of  oversize,  which  is  recrushed  and  returned  to  the 
screen. 

Edison  has  studied  the  trajectory  of  the  particle  on 
these  screens  and  finds  that  with  slots  less  than  \  inch 
long,  the  particles  would  largely  fail  to  get  through 
the  holes.  This  rules  out  horizontal  and  diagonal  slots^ 
The  objection  to  placing  the  slots  in  line,  one  below  the^ 
other,  is  overcome  by  the  irregularity  of  the  path  of 
the  particle.  He  has  not  found  anything  to  be  gained 
by  staggering  the  slots,  which  weakens  the  plates. 

The  fine  set,  made  up  of  screens  with  slots  some-  • 
what  coarser  than  50-mesh  wire  cloth,  make  135  tons 
of  undersize  per  hour.  These  plates  are  of  0.02-inch 
crucible  steel  plate.  The  slots  are  0.5  inch  long,  0.02 
inch  wide.  The  spaces  both  ways  are  ^  inch,  making 
11.03%  of  opening.  Mr.  Edison  estimates  the  wear 
at  almost  nothing  after  screening  80,000  tons  of  per- 
fectly dry  ore.  He  finds  1%  of  moisture  in  the  ore 
multiplies  the  wear  by  about  seven. 

In  regard  to  the  thickness  of  plates  for  this  class 
of  screening,  he  prefers  thin  plates,  as  the  tendency 
to  blind  is  much  less  where  there  are  fewer  chances 
for  points  of  contact,  as  is  the  case  in  the  thin  plates. 
The  screens  of  this  plant  have  never  shown  the  slightest 
indication  of  blinding. 
A  test  with  a  hand  screen  showed  that  85%  of  the  ore  that  was  fine  enough 
to  pass  through  the  mill  screens  did  so. 

The  author  understands  that  these  screens  have  recently  been  adopted  to  dis- 
place trommels  in  Mill  92. 

Stationary  sloping  screens  of  wire  cloth  are  used  in  the  rock  house  of  Mill 
13;  also  in  Mills  6  and  7.    The  details  of  those  in  Mill  13  are  as  follows: 
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The  oversize  of  No.  2a  is  shoveled  upon  No.  26  in  order  to  remove  the  fines 
that  No.  2a  does  not  remove. 


Riddles  and  Vibrating  Grizzlies. 

§  270.  Riddles  are  shaking  screens  with  plane  surfaces.  They  may  have  less 
slope  tiian  fixed  plane  screens  because  the  motion  of  the  screen  is  transmitted 
to  the  ore,  conveying  the  oversize  toward  the  discharge  end.  Riddles  are  divisi- 
ble into  four  groups:  (a)  Shaking  screens,  which  have  an  endwise  or  sidewise 
motion  in  the  plane  of  the  screen,  or  nearly  so,  with  or  without  a  bump;  (6) 
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Pulsating  screens,  which  have  an  up  and  down  motion,  perpendicular,  or  nearly 
80,  to  the  plane  of  the  screen;  (c)  Gyrating  screens  with  a  circular  or  elliptical 
motion  in  the  plane  of  the  screen;  {d)  Gyrating  screens  with  motion  in  a 
vertical  plane  parallel  to  their  lengths.  The  screen  plates  or  cloths  of  all  these 
classes  are  mounted  in  frames  of  wood  or  iron,  with  or  without  supporting  bars 
beneath  the  screen  as  may  be  needed. 

The  frames  of  the  shaking  screens  are  supported  from  suspending  rods  or 
chains  above,  and  their  slope  regulated  by  winding  or  unwinding  the  chains 
at  one  end,  holding  it  in  place  by  rachet  and  pawl;  or  they  may  be  supported 
upon  toggles  or  wheels  below,  and  their  slope  varied  by  elevating  or  depressing 
the  supports  of  these  at  one  end,  by  screws  or  wedges.  The  frames  of  the  pulsat- 
ing screens  are  pulsated  by  eccentrics  below,  transmitting  power  through  springs, 
or  by  a  cam,  spring  and  bumping  post  above.  These  screens  move  in  guides. 
The  frames  of  gyrating  screens  are  supported  from  suspending  rods  or  by  conical 
or  spherical  wobblers  beneath,  and  the  slopes  regulated  in  the  same  way  as  for 
shaking  screens.  Shaking,  pulsating  and  gyrating  screens  will  all  run  more 
smootUy,  and  will  shake  the  mill  less  if  they  have  counterpoises  to  balance  the 
shake. 

In  Mill  77  the  tailings  from  the  No.  1  Gilpin  County  bumping  tables  go  to 
fiat  screens  attached  to  and  bumping  with  the  No.  2  bumping  tables  120  times 
a  minute.  These  screens  slope  20^  and  are  made  of  50-mesh  brass  wire,  the 
width  of  the  holes  being  0.015  inches  (0.38  mm.).  Their  undersize  is  treated 
on  the  No.  2  tables;  their  oversize  is  waste.  The  attempt  to  use  trommels  for 
this  work  was  a  failure,  on  account  of  the  chokage  and  of  excessive  wear  on  the 
screen.  Mill  86  uses  the  same  method,  with  40-mesh  brass  screen,  bumping  150 
times  a  minute,  the  oversize  of  this  screen  being  re-ground.  Tnese  two  mills 
are  under  the  same  management 

In  1895  the  Mayflower  mill  of  Idaho  Springs,  Colo.,  had  a  screen  with  end- 
wise throw,  having  6  feet  length  and  3  feet  width,  26''  slope,  suspended  by  rods, 
shaken  by  cam  and  gravity,  having  five  sieves  (2  mesh,  5  mesh,  10  mesh,  20 
mesh  and  40  mesh),  but  the  author  understands  it  has  since  been  given  up  for 
trommels. 

At  the  Philadelphia  and  Reading  Coal  and  Iron  Co.'s  coal  washer  in  Mahanoy 
City,  Penn.,  two  sets  of  end-shaking  screens  are  arranged  on  opposite  sides  of  a 
single  shaft  so  as  to  balance  one  another.  As  a  further  means  of  preventing 
jar  to  the  mill,  they  are  run  at  135  to  145  six-inch  throws  per  minute  instead 
of  the  200  throws  of  2  to  3  inches  recommended  by  Rittinger.  The  screens  are 
9  feet  long,  4  to  6  feet  wide,  with  a  slope  of  only  |  inch  per  foot  (4**  10'),  and 
do  excellent  work.  Three  screens  are  arranged  one  above  another  in  a  single 
frame.    The  ho.les  are  round  and  range  from  4^  inches  to  ^  inch  in  diametci. 

The  Sauer-Mayer  riddle  consists  of  three  screens  one  above  another  in  the 
same  frame,  which  is  suspended  from  above.  The  second  and  third  screens 
slope  in  the  opposite  direction  from  the  first,  the  slope  in  each  case  being  10^. 
The  net  lengths  are  respectively  1^,  2  and  \\  meters,  the  width  -jV  meter. 
Beneath  the  first  half  of  the  upper  screen  is  a  shelf  to  carry  the  undersize  io 
the  head  end  of  the  second  screen.  The  whole  apparatus  is  shaken  sidewise  at 
the  rate  of  180  to  200  throws  per  minute,  by  means  of  two  cranks  and  connect- 
ing rods.  When  using  screens  with  40,  20  and  10  mm.  holes  respectively  the 
length  of  the  throw  is  80  mm.,  and  the  capacity  is  from  50,000  to  65,000  kilos 
(110,000  to  143,000  pounds)  of  coal  per  hour.'' 

The  Ferraris  shaking  screen^''  is  set  horizontally  on  the  upper  ends  of  four 
laminated  beechwood  supports  on  each  side.  Driving  is  done  by  an  adjustable 
eccentric  running  at  350  revolutions  a  minute  with  a  throw  of  25  to  32  nun. 
(1  to  1 J  inches).    The  supports  tflope  upward  and  backward  to  the  screen  frame 
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at  au  angle  of  about  65^  with  the  horizontal^  and  act  as  springs.  The  screen 
thu8  receives  an  upward^  forward  motion  on  the  forward  stroke  and  a  downward^ 
backward  motion  on  the  return  stroke,  which  causes  the  ore  to  move  rapidly 
forward.  At  Monteponi,  Sardinia,  a  screen  frame  700  mm.  (27^  inches)  wide, 
and  4  m.  (13  feet  1  inch)  long  has  a  14-mm.  round  hole  screen  on  the  first  half 
of  its  length,  followed  by  20-  and  30-mm.  round  hole  screens.  Four  transverse 
spray  pipes  above  the  14-mm.  screen  assist  in  removing  the  fines.  The  ore 
finer  than  14  mm.  goes  to  another  screen,  having  5-,  7-  and  10-mm.  round  holes. 
When  run  in  the  usual  way  the  screen  does  not  work  well  for  ore  finer  than  5 
nun. ;  but  Sanna  has  designed  a  successful  modification  for  fines,  in  which  the 
screen  is  suspended  on  sloping  spring  rods  over  a  hopper-shaped  box  full  of 
water,  and  just  dips  into  the  water  on  each  backward  downward  stroke.  This 
keeps  the  holes  free,  but  the  immersion  must  be  only  very  slight  or  the  forward 
movement  of  the  ore  wiU  be  hindered.  Water  is  fed  to  the  hopper-box  con- 
stantly, to  supply  the  spigot  discharges,  and  the  level  is  maintained  by  a  con- 


FIO.   215. — COLUMBIAN   PULSATING  SCREEN   WITH   COVER   RAISED. 

stant  overflow.  With  this  arrangement  the  screen  is  said  to  work  without  diffi- 
culty on  ore  as  fine  as  0.5  mm. 

These  screens  have  displaced  trommels  at  Monteponi  and  other  Sardinian 
plants;  and  at  the  former  place  3  m.  (9  feet  10  inches)  of  mill  height  was 
thereby  saved.  They  require  less  power  and  have  about  double  the  capacity  of 
trommels  1  m.  (39.4  inches)  in  diameter,  and  the  wear  is  so  slight  that  the 
screen  plates  at  Monteponi  have  not  needed  repairs  in  a  year. 

The  Columbian  pulsating  screen  (see  Fig.  215),  made  by  the  Jeffrey  Mfg. 
Co.,  is  a  wire  cloth  screen  A  mounted  in  a  wooden  frame  with  cross  bars  to 
support  the  screen,  and  set  at  a  slope  of  about  40**.  On  each  side  of  the  frame 
is  placed  a  hickory  spring  bar  B,  attached  at  its  ends  to  the  ends  C  of  the  screen 
frame.  The  eccentric  rods  D,  which  are  perpendicular  to  the  screen,  are  at- 
tached at  the  middle  of  these  hickory  bars.  The  screen  frame,  as  it  rises  and 
falls  with  the  eccentrics,  slides  in  guides  E,  the  amount  of  throw  being  limited 
by  eight  little  adjustable  buffers  F,  one  above  and  one  below  each  end  of  each 
spring  bar.  These  buffers  are  held  in  place  by  lock  nuts  (?.  The  slope  of  the 
screen  can  be  varied  by  changing  the  positions  of  the  buffers ;  also  by  changing 
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FIG.   216. — COXE   GYRATING   SCREEN. 
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the  positions  of  the  brackets  H  that  support  the  buffers.  The  slope  has  a 
marked  influence  on  the  undersize  product — ^the  steeper  the  slope  the  finer  will 
be  the  undersize.  This  fact  permits  the  use  of  a  screen  that  is  considerably 
coarser  than  the  desired  undersize,  the  advantage  being  that  the  coarser  screen 
is  more  durable. 

The  machine  is  made  with  a  screen  surface  measuring  6  feet  on  the  slope  and 
either  4,  6  or  8  feet  wide.  It  is  run  at  350  revolutions  per  minute,  the  usual 
length  of  throw  being  ^  inch.  A  Portland  cement  works  reports  that  30  tons 
are  screened  in  10  hours  through  cloth  with  40X50  mesh.  The  screen  lasts  6 
months,  and  the  machine  uses  5  horse  power.  A  hard-pebble  phosphate  mill 
reports  that  the  machine  has  10  to  15  times  the  life  of  a  round  or  hexagonal 
trcmmel,  and  will  screen  8,400  pounds  of  hard-pebble  phosphate  per  hour 
through  60  mesh. 

The  Caxe  gyrating  screen^''  usually  has  four  sieves,  4  feet  wide,  6  feet  long, 
sloping  about  5**,  placed  one  above  another  in  a  box  made  of  cast  iron,  1  foot 
to  2  feet  deep  according  to  the  number  of  sieves.  Pour  sieves  require  a  depth 
of  15  inches.  The  box  is  supported  at  the  four  comers  upon  rolling  pieces,  each 
in  the  form  of  two  obtuse  coneis,  placed  base  to  base  (see  Pig.  216).  They  roll 
with  their  lower  apices  at  the  centers  of  discs  upon  the  supporting  frame. 
Upon  the  cones  and  attached  to  the  under  side  of  the  screening  box,  are  four 
other  discs  which  roll  upon  tne  cones  and  complete  the  support  of  the  box. 

The  gyrating  crank  is  placed  beneath  the  sifting  box  on  a  short  vertical 
shaft,  and  for  coal  has  a  radius  of  about  2  inches,  and  a  counter  weight  to 
balance  the  centrifugal  force  of  the  screens.  The  screens,  when  used  for  dry 
screening,  make  145  gyrations  per  minute;  when  water  is  used,  a  higher  rate 
is  needed. 

The  capacity  of  this  screen  for  anthracite  coal  is  as  follows:  Pea  (on  f  inch) 
16,800  pounds  per  hour;  buckwheat  (on  |  inch)  12,000  pounds;  rice  (on  -jV 
inch)  9,600  pounds;  barley  (on  A  inch)  6,000  pounds  per  hour. 

Other  gyrating  screens  are  noticed  in  the  bibliography. 

In  comparing  the  different  riddles  with  each  other,  we  may  say  in  regard  to 
capacity  that  the  pulsating  screen  with  steep  slope  has  the  greatest  capacity. 
Next  follow  the  gyrating  screens  and  finally,  the  shaking  screens.  In  regard  to 
wear,  the  order  has  not  been  well  proved,  but  it  will  probably  be  the  same,  the 
pulsating  screen  having  the  least,  and  the  shaking  screen  the  most.  In  regard 
to  slope,  the  gyrating  screen  will  have  the  least  slope,  next  will  follow  the  shak- 
ing screens,  and  finally  the  pulsating  screen  with  its  steep  slope.  In  regard  to 
slime  making,  those  with  least  capacity  will  make  the  most  slimes.  In  regard 
to  expenditure  of  power  and  shaking  of  the  mill,  there  is  no  reason  in  principle, 
why  one  should  be  placed  before  another,  unless  some  special  design  may  give 
that  screen  an  advantage.  In  favor  of  the  gyrating  screen,  the  gentle  slope 
admits  of  placing  several  screens  under  one  another,  which  saves  mill  floor  and 
height.    The  gyrating  action  also  prevents  blinding  of  holes. 

ViiiRATiNO  Grizzlies  are  used  in  two  of  the  mills  (see  Table  185).  Mill  28 
has  a  grizzly  5  feet  1  inch  long  and  1  foot  7  inches  wide,  sloping  4"*,  made  of 
8-pound  iron  rails  inverted.  It  is  fed  by  a  large  hopper  which  narrows  down 
to  a  discharge  opening  30X15  inches.  The  bars  are  held  upon  the  axles  of  two 
pairs  of  flanged  wheels,  which  roll  upon  supporting  rails.  This  grizzly  is  given 
a  6-inch  longitudinal  vibration  25  times  a  minute  by  means  of  a  crank  and  con- 
necting rod. 

.  jMill  42  has  little  grizzlies  24X30  inches,  sloping  30®,  which  are  vibrated  by 
a  hammer  motion  like  that  of  a  Collom  jig  (see  Fig.  217),  the  lower  ends  of 
the  bars  making  200  one-inch  vertical  throws  per  minute.  As  the  double  ham- 
mer a  oscillates^  the  stirrup  d  is  raised  by  the  levers  b  and  c  alternately.    Both 
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of  these  grizzlies  have  small  size  and  gentle  slope  compared  with  the  stationaiy 
fo,rm. 

A  Briart  bar  screen  is  used  in  Mill  94.  Each  bar  is  supported  by  an  eccentric 
at  the  upper  end^  and  is  hung  on  a  swinging  support  at  the  lower  encL  The 
eccentrics  for  half  the  bars  are  set  at  180*'  &om  those  for  the  alternate  bars; 
and,  at  the  lower  ends  each  set  rests  on  its  own  cross  bar,  the  latter  being  sus- 
pended freely  by  links  at  the  side  of  the  screen.  Either  set  of  bars  has  an 
upward  forward  motion,  while  the  other  set  is  moving  backward  and  downward. 
As  the  screen  slopes  oiiiy  about  10^,  the  movement  of  the  ore  depends  wholly 
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VIQ.  217. — YIBBATINO  GBIZZLY  AT  HILL  42. 

on  the  conveying  action  of  the  bars.  The  object  of  this  device  is  to  prevent  a 
sudden  rush  of  ore;  and  in  coal  cleaning  plants  (where  it  is  chiefly  used)  the 
men  can  stand  in  front  of  it  on  the  picking  floor  without  danger.  In  Mill  94. 
it  serves  as  an  automatic  feeder  to  a  breaker. 


Bevolvino  Screens. 


§  271.  Bevolyinq  Screens  or  Trommels  may  be  divided  into  three  classes: 
(a)  Cylinders  and  prisms;  (6)  Cones  and  pyramids;  (c)  Spirals.  They  are 
designed  to  screen  ore  with  but  little  fall,  and  to  avoid  the  vibrations  caused  by 
shaking  screens.  This  is  made  possible  by  causing  the  particles  to  slide  by 
the  revolution  of  the  screen,  instead  of  by  the  steep  slope  or  the  shaking  move- 
ment used  in  other  forms.  When  the  ore  is  once  in  motion,  a  very  slight  slope 
in  the  direction  of  the  length  will  cause  it  to  move  forward.  The  actual  path 
of  a  particle  upon  the  surface  of  the  screen  is  in  the  form  of  a  screw  thread  or 
helix,  and  it  will  be  called  the  helical  path.  The  capacity  of  a  trommel  when 
doing  good  work  depends  upon  the  speed  with  which  it  can  separate  grains 
above  a  certain  size  from  those  below  that  size. 

In  the  use  of  trommels  there  are  two  practices.  One  seeks  the  minimum  fall 
by  using  a  very  gentle  slope,  and  to  remedy  the  consequent  thick  bank  of  ore 
by  increasing  the  length ;  but  the  result  is  that  the  thick  ore  bank  hinders  good 
screening,  there  is  increased  wear  on  the  screen,  and  more  power  is  required  for 
driving.  The  other  practice  seeks  for  more  individual  treatment  of  the  parti- 
cles by  using  steeper  slope.  Incidentally,  by  the  rapid  passage  of  ore,  and  the 
consequent  thin  bank  of  ore,  and  by  the  lightness  of  the  load  at  any  moment, 
it  obtains  increased  capacity,  diminishes  the  necessary  length  of  screen  and  the 
power  to  drive,  and  lessens  the  wear  on  the  screen. 
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The  dimensions  and  operation  of  trommels  in  the  mills  are  shown  in  Tables 
186  and  193. 


TABLE    186. — ^DIMENSIONS    AND    OPERATION    OF    TROMMELS. 

Abbrarlationi.— CsTwo  diameters  of  ooDioal  trommels;  OIsBereled  fcears  st  lower  end;  nsQeanwith 
Idler  from  trommel  below;  In.  slnohesiIuasOears  with  idler  from  trommel  above;  Ls Directly  connected 
to  lof^wssber  shaft;  Lbs. ss Pounds;  PlsI^llley  and  belt  at  lower  end;  Pu=  Pulley  and  belt  at  upper  end;  81s 
Sprocket  at  lower  end  from  counter  shaft;  Stls Sprocket  from  trommel  at  lower  end;  Stu=Hprocket  from 
trommel  at  upper  end;  Su= Sprocket  at  upper  end  from  counter  shaft. 
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(a)  LraiRths  of  conical  trommels  are  meamired  on  the  slopo.  (6)  The  first  two  trommels  in  this  mill  are 
given  in  Table  i98.  (c)  A  cone  followed  by  a  cylinder,  (d)  This  screen  is  in  three  sections  (tandemX  each  with 
cUlfcrent  sise  of  boles,  (e)  Sampler.  (/)  Side  or  rada  of  hexagonal  prism,  ig)  Side  or  radii  of  hexagonal 
pjnuDld. 
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Table  186  shows  that  there  are,  in  the  mills  visited  by  the  author,  143  cylinders, 
14  cones,  1  cone  and  cylinder  combined,  1  hexagonal  prism,  and  1  hexagonal 
pyramid,  in  a  total  of  160;  from  which  it  appears  that  cylindrical  trommels 
meet  with  far  more  favor  than  any  other  form.  They  will  therefore  be  discussed 
first. 

§  272.  A  Cylindrical  Trommel  consists  of  a  sloping  shaft  mounted  upon 
boxes,  and  driven  generally  at  the  lower  end  (see  Figs.  218  and  219).     On  the 


FIG.  218. — A  SERIES  OF  TROMMELS  DRIVEN  BY  TOOTHED  GEARS. 


FIG.   219. — SHEET  IRON  TROMMEL  HOUSING. 

shaft  are  two  or  more  spiders  with  radial  spokes,  to  the  ends  of  which  is  attached 
the  screen  plate  or  wire  cloth  wrapping  around  the  spiders  in  cylindrical  form. 
At  the  upper  end  of  the  cylinder  is  a  short  receiving  cone  of  plate  iron  to  pre- 
vent ore  from  backing  out  of  the  feed  end.  To  catch  the  undersize,  there  is 
beneath  the  trommel,  a  casing  of  wood  or  iron,  with  either  a  semi-circular  or  a 
V-shaped  cross  section,  and  having  its  sides  extended  vertically  somewhat  above 
the  axis  of  the  trommel.  The  casing  is  so  constructed  that  it  delivers  the  under- 
size, which  passes  through  the  screen,  in  a  spout  near  the  lower  end,  and  the 
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oversize  in  a  second  spout  at  the  lower  end.  A  dividing  partition  prevent* 
these  products  from  mixing.    The  casing  has  a  steeper  slope  than  the  trommel. 

The  dimensions  and  adjustments  of  trommels  deserve  special  study. 

The  Diameter  of  the  cylinders  in  the  mills  visited  varies  from  20  to  48 
inches.  Of  the  136  diameters  of  cylindrical  trommels  recorded  in  Table  186, 
aix  are  less  than  30  inches;  18  are  30  inches;  8  are  32  or  34  inches;  92  are  36 
inches,  and  11  are  more  than  36  inches,  showing  36  inches  to  be  the  favorite 
diameter.  The  number  of  revolutions  per  minute  and  other  factors  being  the 
same,  the  larger  the  diameter  of  the  trommel  the  wider  and  shallower  will  be 
the  bank  of  ore,  and  consequently  the  better  will  be  the  screening;  but  the 
greater  will  be  the  tendency  to  blind  up  the  holes,  due  to  increased  centrifugal 
force. 

The  Length  of  the  cylinders  varies,  in  the  mills  visited,  from  34  to  168 
inches.  Of  the  140  lengths  of  cylinders  recorded,  17  are  from  34  to  64  inches; 
31  are  60  inches;  8  are  from  63  to  69  inches;  36  are  72  inches;  10  are  from  80 
to  84  inches;  14  are  from  90  to  lOOJ  inches;  11  are  from  103  to  108  inches;  4 
are  120  inches;  and  10  are  from  123  to  168  inches,  showing  that  5  and  6  feet 
are  favorite  lengths^^  but  that  there  is  a  considerable  number  up  to  9  or  10 
feet,  and  also  below  6  feet  in  length.  :  The  trommel  must  be  long  enough  to 
insure  each  particle  a  reasonable  number  of  chances  to  pass  through  a  hole. 
Evidently  the  deeper  the  ore  bank  the  longer  the  trommel  must  be;  but  if  the 
bank  is  too  deep  good  screening  is  impossible.  It  is  also  affected  by  the  size  of 
the  ore :  the  greater  the  proportion  of  undersize  that  is  nearly  as  large  as  the 
screen  holes  the  more  diflScult  is  the  separation  and  therefore  the  longer  should 
the  trommel  be.  In  the  No.  1  trommel  of  Mill  23,  which  is  very  long  (9  feet), 
the  fines  are  well  enough  removed  in  the  first  half  so  that  the  undersize  of  the 
second  half  is  sent  directly  to  a  jig,  while  that  of  the  first  half  goes  to  the  next 
trommel.     The  holes  are  7  mm.  in  diameter  in  both  halves. 

The  Slope  is  a  most  important  factor,  as  it  largely  affects  both  the  capacity 
of  the  trommel  and  the  quality  of  the  products.  Other  things  being  the  same, 
the  steeper  the  slope  the  more  rapid  will  be  the  passage  through,  the  shallower 
will  be  the  bank  of  ore,  the  more  nearly  will  individual  treatment  of  the  particles 
be  secured,  and  in  consequence  the  greater  will  be  the  capacity.  Obviously  the 
slope  cannot  be  increased  to  advantage  indefinitely,  because  at  45°  a  flat  screen 
works  freely  (when  run  dry),  and  the  flat  screen  uses  the  whole  area  while 
the  trommel  uses  only  a  narrow  band  of  screen  plate  at  one  time. 

The  practice  is  as  follows:  12  trommels  slope  from  1®  6'  to  2°;  18  slope 
from  y  V  to  3** ;  23  slope  from  3**  1'  to  4^ ;  38  slope  from  4^  1'  to  5° ;  11  slope 
from  5**  V  to  6°;  9  slope  from  7**  to  8°  30';  16  slope  from  9  to  10°;  and  2 
slope  14°  and  22°  35'  respectively.  Stated  in  inches  per  foot:  4  trommels  slope 
about  \  inch  per  foot ;  18  about  i  inch ;  32  about  f  inch ;  36  about  1  inch ;  11 
about  1^  inches;  8  about  1^  inches;  1  about  IJ  inches;  16  about  2  inches;  1 
about  3  inches;  and  1  about  6  inches  per  foot. 

Revolutions  range  from  8  to  30  per  minute,  16  to  20  being  most  common; 
4  trommels  make  from  8  to  10  revolutions  per  minute ;  19  make  12  to  15^  revo- 
lutions; 64  make  16  to  20  revolutions;  26  make  20^  to  26  revolutions;  and  22 
make  26  to  30  revolutions  per  minute. 

Increase  of  revolutions  within  certain  limits  increases  speed  of  conveying  the 
particles  through  the  trommel,  which  thins  the  ore  banks  and  thereby  improves 
screening.  This  speed  is  dependent  on  two  facts:  (a)  The  particle  is  carried 
up  the  side  of  the  trommel  and  rolls  down  to  a  point  nearer  the  lower  end  of 
the  trommel  than  that  at  which  it  started,  its  path  in  space  having  the  form  of  a 
saw  tooth;  (6)  Centrifugal  force  makes  the  ore  cling  to  the  side  and  carries  it 
higher,  but  makes  the  angle  of  the  saw  tooth,  or  pitch  angle  of  the  helical  path. 
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narrower.  The  more  rapid  revolution,  then,  loses  on  conveying  speed  by  dimin- 
ishing the  pitch  angle,  but  gains  more  than  it  loses,  by  the  increased  number  of 
saw  teeth  in  its  path  per  minute.  This  increase  of  speed  of  conveying  the  ore 
through  the  trommel  goes  on  with  increased  revolutions  until  that  speed  is 
reached  at  which  the  ore  will  be  carried  over  by  centrifugal  force,  and  when  this 
speed  is  attained  conveying  power  is  at  an  end.  Another  fact,  however,  com- 
pletely vetoes  this  use  of  rapid  revolutions  for  gaining  speed  of  screening,  and 
that  is  the  fact  that  as  centrifugal  force  increases  it  tends  to  blind  the  holes 
of  the  screen,  and  this  hindrance  is  so  serious  that  it  condemns  altogether  the 
seeking  of  great  capacity  by  high  speed  of  revolutions;  20  revolutions  for  a 
36-inch  trommel  is  as  fast  as  should  be  recommended.  In  Mill  35,  trommels  36 
inches  in  diameter  were  run  at  24  revolutions,  which  proved  to  be  too  fast.  In 
the  opinion  of  the  manager  18  revolutions  would  have  been  right 

§  273.  The  construction  of  trommels  and  details  of  the  screens  are  given  in 
Tables  187  and  188. 

TABLE    187. — CONSTRUCTION    OF    TROMMELS;    AND    MATERIAL    OF    THE    SCREENS. 

AbbreTiatloi».~AasHub«  are  ctmt  oo  to  wrought  IroD  spider  arms;  Ar.sFlat  wrou|(lit  Iron  iplder  mmm 
•re  liTeted  to  boms  on  the  bubs;  As.88pider  arms  are  sorewed  Into  the  bubs,  and  held  iu  nlaoe  by  lock  nuts; 
Aih.s8houkler8  on  ends  of  spider  arms  to  carry  the  bands,  see  1 876:  Bb.s  WrouRht  iron  bands  are  bolted  to 
the  T  ends  of  the  spider  arms;  Br.sWroucht  Iron  bands  are  riveted  to  the  T  ends  of  the  spider  arms;  H.s 
An  outside  wroofrht  iron  hoop  at  each  spider,  drawn  tofcether  by  tightening  bolts;  In.sslnohes;^  P.  b Punched 


plate;  PCsCast  Iron  plate;  FtsPunohed  flange  iron  plate; 
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pfaue; 
tothi 


Ps.tsi>unched  steel 


plate;  8bb.s8oreetts  are  bolted  to  the  wrought  iron  bands;  SbUsSoreens  are  bolted  to  the  T  ends  of  the  spidnr 

Sf.sSoreens  are  held  in  segmental  wrought  iron  frames  that  are  carried  by  the  spiders;  8rb.=8creens 

'  to  the  wrought  iron  bands;  W.ss Wire  doth;  Wb.sBrass  wire  doth;  Ws.sBted  wire  doth. 
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TABLE   187. — CONSTRUCTION  OF  TROMMELS;  AND  MATERIAL  OF  THE  8CREEN8.- 
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(a)  Screen  and  band  riveted  together  to  T  ends  of  arms,  (d)  Friction  roller  support  at  one  end,  see  Fig.  880. 
(0)  OsBM  and  bammera,  see  1 8Ba    (Ib)  The  first  two  trommels  in  this  mill  are  given  in  Table  108.    (•)  Sampler. 

Shafts  are  made  of  wrought  iron  or  mild  steel,  and  Table  186  shows  a 
range  of  diameter  from  1}  to  df  inches,  according  to  size  of  trommel.  A  2^-inch 
shaft  is  satisfactory  for  a  30-inch  trommel,  60  inches  long;  and  a  3-inch 
shaft  is  satisfactory  for  a  36-inch  trommel,  72  inches  long.  Mill  22  reports 
that  a  2i-inch  shaft  proved  too  light  for  a  36  X  96-inch  trommel,  and  that  a 
3-inch  shaft  proved  satisfactory.  Mill  5  uses  a  4i-inch  shaft  for  a  conical 
trommel  with  42-inch  and  50-inch  diameters  and  40-inch  length.     This  large 


fig.    220. — A   TROMMEL   WITHOUT    INTERNAL   SHAFT. 
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size  is  needed  because  the  trommel  is  supported  at  one  end  only  (see  Q,  Fig. 
1916). 
Very  heavy  trommels,  using  cast  iron  screen  plates  are  sometimes  mounted 
with  friction  rollers  at  the  upper  end  and  a  gudgeon  at 
the  lower  end  (see  Pig.  220).  In  the  sides  of  the  gud- 
geon are  large  holes  to  let  the  oversize  fall  out.  No. 
1  tronunel  in  Mill  26  is  an  instance  of  this. 

The  Spidbbs  are  generally  attached  to  the  shaft  by 
key  and  set  screw,  the  key  being  desirable  to  jiruarantee 
the  exact  position  of  the  spider  on  the  shaft.  The 
arms,  which  are  generally  of  round  iron,  are  Attached 
to  the  hubs,  in  75  of  the  trommels  shown  in  Table  187, 
by  screwing  them  into  bosses  on  the  hubs  and  holding 
them  in  place  by  lock  nuts  (see  Fig.  221) ;  and  in  13 
trommels  by  casting^  the  hubs  on  the  wrought  iron 
arms.  The  ends  of  these  arms  are  usually  provided 
with  T  pieces  welded  to  them.  In  3  trommels  the 
arms  are  attached  by  riveting  flat  iron  arms  to  flat 
bosses  cast  on  the  hubs.  The  outer  ends  of  these  flat 
arms  are  bent  at  right  angles  to  give  a  support  for 
the  screen. 

The  number  of  spiders  is  from  1  to  5,  depending 
on  the  length  of  the  trommel :  1  trommel  has  one ;  10 
have  two;  55  have  three;  18  have  four;  and  7  have 
five  spiders.  A  spider  has  from  3  to  6  arms,  generally  4.  The  argument  for 
numerous  arms  is  that  they  will  make  a  more  perfect  cylinder;  the  argument 
for  a  small  number  is  that  with  fewer  arms  to  wear  out  the  cost  of  repairs  is 
less. 
The  distance  between  spiders  should  depend  on  the  strength  of  the  screen 
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TABLB  188.— LIFE,  COST  AND  DETAILS  OP  TROMMEL  SCREENS. 
Abbr0TiatJ6iu.—betsbetweeo;  Ncsnumber. 
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§274 


Hate  Screens. 
Number  of 
Trommels* 

WfreCloCh 
Seneos.  Nam- 
ber  of  Trom- 
mels. 

SpMes. 

Plate  Scremi. 
Number  of 
Trommels. 

Wire  Cloth 
Screens.  Num- 
ber of  Trom- 
mels. 

Spsees. 

8 

0 

Indus. 
80 
84 
80 
88 
88 
84 
86 

10 

8 
10 

1 
1 
1 

Inches. 
40 
41 
« 
60 
68 
08 

8 
14 

1 

8 
8 
8 

a 

8 

For  plate  screens  the  most  common  distance  is  36  inches,  but  for  wire  doth 
screens  it  is  only  30  inches.  It  is  necessai^  to  have  the  spiders  nearer  together 
for  cloth  screens  on  account  of  the  flexibility  of  the  cloth.  At  the  Bapid  City 
Chlorination  Works,  where  the  trommels  were  covered  with  16-mesh  wire  clotl^ 
the  weight  of  the  ore  caused  the  cloth  to  sag  between  the  spiders,  and  this  con- 
stant bending  back  and  I'orth  broke  the  screen." 

§274.  Material  fob  Screens. — The  screening  surface  or  screen  proper  is 
made  of  various  materials:  77  trommels  use  steel  plate;  6  wrought  iron  plate; 
4  flange  iron  plate ;  4  cast  iron ;  and  22  plate  (kind  not  named) ;  while  30  use 
steel  wire  cloth;  9  brass  wire  cloth;  and  4  wire  cloth  (kind  not  named) ;  a 
total  of  113  plate  screens  and  43  wire  cloth  screens.  From  this  list  it  is  evi- 
dent that  plate  is  preferred  to  wire,  and  that  steel  predominates  over  otiier 
material  for  both  plate  and  wire. 

In  regard  to  the  relative  advantages  of  punched  plate  and  wire  cloth,  the 
following  notes  embody  the  experience  of  various  mill  men  and  other  autiiori- 
ties.  Plate  lasts  longer  than  cloth  (Mills  16,  17,  32,  86  and  93),  and  gener- 
ally costs  less  per  ton  of  ore  screened  (Mill  86),  though  occasionally  it  is 
more  expensive  on  account  of  high  freight  charges,  due  to  its  greater  weight. 
It  is  stronger  and  therefore  less  liable  to  breakage  than  cloth  (Mill  84),  and  it 
is  more  easily  repaired  when  broken.  In  wire  screens  the  size  of  the  holes  is 
not  increased  so  much  before  wearing  out  as  in  the  case  of  plate,  and  therefore 
there  is  less  variation  in  the  screen  products;  but  ordinary  cloth  has  the  dis- 
advantage that  the  wires  are  liable  to  spread  and  leave  the  holes  very  irregular 
in  size.  This  difficulty,  however,  is  overcome  by  the  ''double  crimped"  cloth 
such  as  is  made  by  the  W.  S.  Tyler  Co.  This  "double  crimped*'  cloth  has  been 
found  to  wear  about  twice  as  long  as  "single  crimped*'  at  Mill  20.  Wire  cloth 
generally  has  a  larger  percentage  of  opening  and  therefore  somewhat  greater 
capacity  than  punched  plate.  It  however  has  the  disadvantage  that  the  round 
section  of  the  wire  makes  the  holes  taper  downward,  and  this  with  the  square 
shape  of  the  holes  and  the  uneven  surface  of  the  cloth  tends  to  blind  up  the 
screen,  especially  when  there  is  considerable  fibre  and  chips  (Mills  32,  38  and 
86).  Mill  86  discarded  wire  screens  for  mine  ore  on  account  of  chips  and 
fibre,  but  uses  it  for  reground  middlings  on  account  of  the  smaller  variation 
in  the  size  of  holes  by  wear.  Cloth  is  more  liable  to  break  before  wearing  out 
than  plate,  because  its  fiexibility  permits  it  to  bend  more. 

The  corroding  agents  which  call  for  a  special  metal  are  sulphuric  acid  in 
iron  pyrites  mines,  and  copper  sulphate  in  mines  carrying  copper  sulphides. 
Carbonic  acid  may  be  a  source  of  trouble,  but  it  is  not  so  powerful  an  agent  of 
destruction  as  the  other  two  substances.  Copper  and  its  alloys  are  the  beat 
materials  for  overcoming  these  difficulties.  Kunhardt*  says  that,  for  plate 
screens  with  holes  finer  than  2  mm.,  copper  is  better  than  iron;  the  former 
wears  by  abrading  only,  the  latter  by  abrading  and  corroding.  At  Clansthal, 
in  one  case,  copper  cost  1.8  times  as  much  as  iron,  but  lasted  2.4  times  as  long. 
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12  months  and  5  months  being  their  respective  lives.  Mill  20  uses  brass  cloth 
for  all  sizes,  steel  plate  and  cloth  having  both  been  discarded  in  favor  of  this. 
The  life  is  much  longer,  owing  to  acid  water,  and  the  freight  is  less,  owing  to 
the  lightness  of  the  doth. 

The  W.  S.  Tyler  Co.  recommend  phosphor  bronze  cloth  as  being  more  durable 
than  copper  or  brass  for  use  with  acid  water,  etc.  Harrington  ft  King  recom* 
mend  manganese  bronze  for  plate  screens. 

§  275.  Attachment  of  Screens. — The  screen  plate  or  doth  is  attached  to 
the  T  ends  or  bent  ends  of  the  spider  arms  in  a  variety  of  ways.  In  33  trom- 
mels wrought  iron  tires  are  riveted  to  the  T  ends,  and  the  plate  or  cloth 
wrapped  around  these  tires  and  held  by  tightening  hoops,  to  the  ends  of  which 
lugs  are  riveted  for  the  insertion  of  draw  bolts;  and  in  11  others  this  same 
metiiod  is  used  without  the  inside  tires.  Fig.  222  shows  the  latter  method. 
The  lugs  and  draw  bolts  are  shown  in  Fig.  223.  In  7  trommels  the  tires  are 
riveted  or  bolted  to  the  T  ends,  and  the  screens  are  bolted  to  these  tires,  in 
addition  to  having  the  outside  tightening  hoops;  while  in  7  other  cases  they  are 
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FIG.  222. — ^ATTACHMENT  OF  TROMMEL 
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riveted  to  the  tires  and  do  not  have  the  tightening  hoops.  In  12  trommels 
the  screen  is  bolted  directly  to  the  T  ends,  and  also  has  the  tightening  hoops; 
while  in  5  others  it  is  bolted  to  the  T  ends  without  the  tightening  hoops;  and 
in  5  cases  the  tire  is  put  on  outside  the  screen  and  the  two  are  riveted  together 
to  the  T  ends.  Six  trommels  in  one  mill  (Mill  27)  have  the  ends  of  the  spider 
arms  swaged  down  to  a  smaller  diameter,  making  little  shoulders  upon  which 
the  inside  tires  rest,  and  the  screen  plates  are  bolted  to  these  tires.  Another 
method  is  to  have  heavy  spider  arms,  to  which  the  screen  is  attached  by  large 
8quare;-headed  screws,  which  enter  the  arms  radially.  Knally,  3  trommels 
carry  wrought  iron  frames  in  quadrants,  into  which  the  screen  plates  are  bolted. 

In  Mill  24,  No.  2  trommel  has  four  supporting  rods  running  lengthwise 
from  the  tire  of  the  first  spider  to  that  of  the  last.  They  are  riveted  by  T 
ends  to  the  end  tires  midway  between  the  spokes  and  are  bolted  to  the  inter- 
mediate tires.  They  modify  screening  by  lifting  the  bank  of  ore  and  allowing 
it  to  fall  again.    They  also  add  something  to  the  stiffness  of  the  trommel. 

The  inside  tires  and  even  the  T  ends  bolted  direct  to  the  screen  plate,  although 
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they  seem  to  be  much  favored^  are,  in  the  opinion  of  the  author,  very  harmful 
in  several  ways.  They  cause  a  heaping  up  of  the  ore  just  above  the  tire, 
wtiich  hinders  good  screening,  increases  wear  of  the  screen  plate,  increases  the 
coi^stant  load  of  the  trommel  and  therefore  the  power  to  drive  it,  increases  the 
abrasion  of  the  particles  and  the  formation  of  slimes.  If  it  were  not  for  the 
clumsiness  of  the  method  by  gudgeon  and  friction  rollers,  its  ability  to  obviate 
the  above  diflSculty  by  the  omission  of  spiders  and  inside  tires,  would  be  a 
strong  argument  for  its  adoption. 

In  Mill  84,  No.  1  tronmiel  has  holes  6X8  inches  in  the  last  foot  of  its  length, 
through  which  the  oversize  is  discharged  iCnd  the  wear  on  the  last  spider  saved. 

For  large  tronmiels  Fraser  &  Chalmers  use  channel  irons  on  the  ends  of  the 
spider  arms.  These  channels  are  placed  parallel  to  the  shaft,  with  flanges 
turned  inward,  and  with  perforations  for  the  arms  of  the  spiders.  They  are 
held  in  place  by  two  nuts,  one  outside  and  one  inside,  and  furnish  bases  to 
which  segments  of  screen  cloth  can  be  bolted  edge  to  edge. 

Screens  are  generally  put  on  with  lap  joints,  except  in  the  case  of  very  thick 
plates,  and  then  butt  joints  are  used,  with  or  without  fish  plates.  In  Mill  40 
the  first  trommel  has  4  punched  steel  plates,  \  inch  thick,  2  lengthwise  and  2 
to  the  circumference.  They  are  put  on  with  butt  joints,  and  where  the  four 
corners  join  they  are  united  by  inside  and  outside  fish  plates,  16  inches  long,  3 
inches  wide  and  |  inch  thick,  each  fastened  by  eight  ^-inch  bolts.  The  ends 
are  also  attached  with  fish  plates.  The  spider  arms  have  T  ends,  which  are 
attached  to  the  screen  by  two  bolts  each.  For  screen  plates  that  are  sufficiently 
flexible,  one  segment  of  plate  is  used  to  the  circle. 

Wear  of  Screens — The  plates  of  many  trommels  are  regulated  according  to 
wear:  the  first  half  wears  out  faster  than  the  second  half,  and  a  party  worn 
second  half  may  be  put  with  a  new  first  half,  thus  getting  a  little  more  wear  out 
of  the  screen.  In  No.  3  trommel  of  Mill  27  the  plan  was  tried  of  having  a 
first  plate  41  inches  long,  followed  by  a  second  32  inches  long  with  the  idea 
that  when  the  first  plate  was  worn  out  at  its  receiving  end  it  could  be  trimmed 
and  used  as  a  second  plate,  but  the  first  plate  was  found  to  wear  at  its  receiv- 
ing end  by  the  blow  and  at  the  lower  end  by  interference  due  to  the  spider  and 
inside  tire,  and  so  the  scheme  was  kbandoned. 

A  short  length  of  unperforated  plate,  called  a  "dead  plate,**  is  frequently 
placed  at  the  upper  end  of  the  trommel  to  receive  the  excessive  wear  due  to  the 
fall  of  the  ore  into  the  trommel. 

To  patch  broken  screens.  Mill  22  uses  short,  diagonal  binders,  one  inside  and 
one  outside,  connected  by  bolts  at  the  ends. 

§  276.  Driving  Mechanism. — The  following  summary  from  Table  18^  shows 
the  different  methods  of  driving  trommels,  and  the  number  of  instances  of  the 
different  methods  in  the  mills  visited:  29  trommels  are  driven  by  pulley  and 
belt  at  the  lower  end,  1  by  pulley  and  belt  at  the  upper  end,  29  by  beveled 
gears  at  the  lower  end,  12  by  gears  with  idler  from  the  trommel  below,  11  by 
gears  with  idler  from  the  trommel  above,  17  by  chain  and  sprocket  at  the  lower 
end  from  a  counter  shaft,  2  by  chain  and  sprocket  at  the  upper  end  from  a 
counter  shaft,  4  by  chain  and  sprocket  from  the  trommel  below,  2  by  chain 
and  sprocket  from  the  trommel  above,  and  1  is  directly  connected  to  a  log 
washer  shaft.  This  list  shows  that  driving  with  beveled  gears  and  di-iving 
with  direct  pulley  are  about  equally  common.  The  use  of  beveled  gears 
has  the  advantage  of  belting  to  a  horizontal  shaft,  and  is  probably  cheaper 
in  the  end  than  the  complications  arising  from  sloping  counter  shafts  and 
direct  pulleys.  A  number  of  trommels,  also,  are  driven  by  sprocket  chains.  At 
Mill  27  half  of  all  the  stops  were  caused  by  the  sprocket  and  chain  drive  of  the 
trommels  getting  out  of  order,  but  this  may  have  been  due  to  weak  chains  or 
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sprockets.  At  a  number  of  cement  mills  in  Pennsylvania  the  sprocket  drive 
is  very  snccessfnlly  used  and  gives  no  trouble. 

Three  trommels  in  a  row  may  be  driven  at  the  lower  end  of  the  middle  one, 
the  other  two  connected  to  it  by  gears  and  idler,  or  they  may  be  driven  indi- 
vidually. Individual  trommels  are  a  little  more  independent  and  therefore 
easier  to  repair  and  handle,  and  their  first  cost  is  about  the  same  as  where  the 
gears  and  idler  are  used.  This  arrangement  woidd  seem  to  be  preferable  to 
connecting  trommels  together. 

The  second  trommel  in  Mill  20  has  two  beveled  gears  on  the  driving  shafts, 
one  on  each  side  of  the  driven  gear,  and  either  of  these  can  be  thrown  into 
gear,  thus  enabling  the  mill  man  to  revolve  the  trommel  in  either  direction. 
This  device  sends  the  oversize  to  one  or  other  end  of  the  rolls  which  crush  it, 
distributing  the  wear. 

Rope  driving  does  not  seem  to  have  found  its  way  into  the  mills  for  trom- 
mels,  but  it  appears  to  have  peculiar  advantages  for  connecting  shafts  that  are 
irregularly  placed  with  reference  to  each  other,  and  for  the  rough  work  of 
milling.     Fig.  219  shows  an  application. 

Power. — No.  1  trommel  in  Mill  26  requires  1^  horse  power,  but  the  trommel 
has  a  heavy  half-inch  steel  screen  and  is  96  inches  long,  36  inches  in  diameter, 
so  that  the  power  required  is  considerably  above  normal.  At  Przibram,  Bohemia, 
dynamometer  tests*'  showed  that  three  conical  trommels  31^  inches  in  diameter 
at  the  small  end,  39^  inches  at  the  large  end,  and  50  inches  long,  driven  inde- 
pendently by  spur  gears  from  a  single  shaft,  and  running  at  30  revolutions  a 
minute,  required  2.658  horse  power.  Fraser  &  Chalmers  estimate  power  as 
follows  for  trommels  36  inches  in  diameter  and  72  inches  long:  1  horse  power 
for  a  single  trommel,  1^  horse  power  for  either  2  or  3  trommels,  2  horse  power 
for  either  4  or  5  trommels,  and  2^  horse  power  for  6  trommels,  to  which  15% 
should  be  added  for  friction  of  shafts,  slip  of  belts,  etc.  This  shows  tiiat  the 
power  is  not  considered  to  increase  proportionally  with  the  number  of  trommels. 
The  power  to  drive  30-  and  36-inch  trommels,  72  inches  long,  run  at  20  revolu- 
tions a  minute,  screening  150  tons  in  24  hours,  is  computed  to  be  as  follows: 


Slope. 

SO-inch  Trommel. 

86-lnch  Trommel. 

DegroM. 

6 
14 

Hone  Power. 
0.488 
0.208 
0.089 

Horse  Power. 
0.680 
0.288 
O.IOC 

In  these  computations  it  is  assumed  that  the  trommels  weigh  550  and  700 
pounds,  and  have  shafts  2^  and  3  inches  in  diameter  respectively.  The  coeffi- 
cient of  journal  friction  is  taken  at  ^V?  *^^  the  other  necessary  data  are  taken 
from  Tables  202,  203a,  and  205.  The  figures  given  include  the  power  necessary 
to  overcome  the  friction  of  the  journals  and  the  friction  of  the  ore  on  the  screen, 
but  not  the  friction  of  the  driving  gear.  The  friction  of  common  cast  gears, 
the  friction  of  the  bearings  due  to  thrust,  etc.,  would  probably  bring  the  figures 
for  the  gentlest  slope  up  to  that  found  at  Przibram  and  those  used  by  Fraser  & 
Chalmers. 

The  above  figures  show  that  the  increase  in  power  is  not  at  all  proportional  to 
the  increase  in  diameter:  a  36-inch  trommel  requires  but  slightly  more  power 
than  a  30-inch  trommel;  and  when  its  increased  capacity  is  considered,  it  will 
be  found  that  the  power  per  ton  of  ore  screened  is  less  in  a  36-inch  trommel 
than  in  a  30-inch  trommel ;  that  is  to  say,  the  power  per  ton  diminishes  as  the 
trommel  increases  in  diameter. 

§  277.  Feeding. — ^A  steady  feed  of  ore  to  a  trommel  is  essential  to  good  work. 
If  the  trommel  is  overdriven  at  times,  it  will  surely  carry  into  the  oversize  a 
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larger  proportion  of  the  undersize  than  is  allowable.  The  TuUock  or  some 
similar  form  of  feeder  is  suitable,  or  the  trommel  may  be  fed  by  the  undersize 
of  a  previous  trommel,  or  by  any  steady  machine.  Mills  20,  27  and  28  use 
automatic  feeders  before  the  first  trommel.  The  last  has  one  also  for  re-ground 
middlings.  The  usual  practice  in  the  mills  appears  to  be  to  trust  to  the  breaker 
or  rolls  for  regulation. 

At  the  upper  end  of  the  trommel  there  is  commonly  a  receiving  or  feed  cone, 
which  projects  4  to  8  inches  beyond  the  upper  spider  so  that  the  feed  spout  can 
^nter  without  interfering  with  the  spider.  On  account  of  the  gentle  slope  of 
the  trommel,  this  cone  is  inclined  15^  to  50^  to  the  axis,  to  prevent  the  possi- 
bility of  the  ore  being  thrown  out.  The  details  for  some  of  the  trommels  are 
given  in  Table  189. 


TABLB   189. — RBCEiyiNO   C0NB8   FOB 

TROMMELS. 

MUlNa 

Length  of  Gone  on 

Small  and  Large 

IncUnatlonorSkleof 

Diameter  of  Cone. 

Ck>netoUieAzis. 

Inches. 

Inches. 

^  n!r 

6 

6 

85  and  49 

16 

6.6 

90  and  81 

6          46 

98 

T 

98  and  86 

84          60 

94 

7.8 

90  and  86 

96          40 

96 

7.9 

98  and  86 

88          40 

96 

8.6 

94  and  86 

44          66 

86 

6.6 

4.8 
7.9 

8044  and  86 

98          90 
90          80 
88          40 

87 

6.6 

40  and  48 

46          40 

41 

6 

88  and  86 

14          80 

Wash  Water  in  the  Trommel. — This  is  generally  fed  upon  the  outside  of 
the  up-coming  side  of  the  trommel  by  a  spray  pipe.  In  Mill  88  the  water  comes 
from  an  overflowing  trough.  An  internal  spray  pipe  can  be  used  in  the  trom- 
mel shown  in  Fig.  220.  Sometimes  the  shaft  is  made  hollow  and  holes  bored 
in  it  give  a  spray  of  water  applied  inside.  The  object  of  the  water  is  to  hasten 
sifting  by  washing  the  fine  stuff  quickly  through  the  holes.  It  also  prevents 
blinding  up  of  the  holes  and  lays  the  dust.  Water  must  be  used  on  damp  or 
wet  ore.  If  the  ore  is  previously  dried,  screening  can  be  done  without  water, 
but  in  this  case  the  trommels  must  be  completely  housed  in  and  provided  with 
suction  from  a  fan,  to  avoid  the  otherwise  intolerable  dust  that  would  be  made. 
A  disadvantage  of  water  lies  in  the  fact  that  wet  or  even  moist  ore  wears  out 
screens  much  more  rapidly  than  dry  ore ;  it  also  dilutes  the  pulp  and  so  leads  to 
loss  in  slimes.  It  is  not  uncommon  to  omit  the  use  of  water  on  the  earlier, 
larger  trommels  (for  practice  see  Table  190).  In  7  mills  out  of  23,  dry  screen- 
ing precedes  wet ;  in  the  other  16  water  is  fed  to  the  first  trommel.  Among  the 
former,  water  is  nowhere  fed  to  a  screen  coarser  than  9.5  mm. ;  but  among  the 
latter  it  is  fed  to  screens  as  coarse  as  54  mm. 

table   190. — THE  USE  OF  WATER  IN  TROMMELS. 


Mill 
No. 

SIsfls  of  Holes  in  Trom- 
mels Run  Dry.    Mm. 

Sizes  of  Holes  In  Trom- 
mels Run  Wet.   Mm. 

MiU 
No. 

Sizes  of  Holes  in  Trom- 
mels Run  Dry.    Mm. 

SizesofHoifVinTRNB- 
melsRunWet   Mm. 

10 

None 

12.7 

18.4,  4.7,  8.8 

80.  10,  6.  9 

7,  R.  3.B,  9 

2.1,1.5,  1.5 

ft  mesh,  8  mesh,  10  mesh 

6.4,  8.6,  8.7, 1.6 

4.6.8.5,1.8 

18,6,8 

7,5,8 

10.  7,  6,  8 

None 

96 

97 

S8 

80 
81 
88 
89 
41 
48 
87 
88 

81.8 

None. ] 

None. 

5.7,8.6,2.1,1.6,0.9 
38.1,25.4,16.9,12.7, 10.a» 
8.8,  4.4,  2.8,  2 

15 

in 

None. 

None. 

17 

IV»:::::::::::::::::::: 

Smesh 

None. 

40,95.16,12.8.6,8.6,8 
25.  16. 10.  7.  5.  8w  2.6 

18 

None 

10 

None 

18, 15.  0,  6,  4.  8.6 

9XS 

None. 

None 

88.1.22.2,9.5,5,2.6 

fl 

None. 

iu,a,2 

A  mMh    R  nwMh    IStwA 

wt 

None. 

15.9 

fR 

None. 

None 

M 

None .... 

2  mesh,  8  mesh,  4  mesh. . 
None 

m 

8 

8mesh;6mesh;i0niesh 
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§  278.  The  duty  ob  capacity  of  a  tTommel  is  the  quantity  of  ore  that  it  can 
screen  satisfactorily  in  a  given  time.  It  depends  upon  the  slope,  the  diameter, 
the  speed  of  revolution,  and  the  length  of  the  trommel.  Table  191  shows  the 
actual  quantities  handled  in  some  of  the  mills. 


TABLE   191. — ^DUTIES   OF   TBOMMELS 

IK   THE   MILLS. 

mil 

Number. 

Trommel 
Number. 

Tons  Scsreeoed 
per94Houn. 

Slope. 

DiMDeter. 

per  Minute. 

Length. 

Diameter  of 
Holes. 

10 

lA 
Sampler. 

884  to  489 

9) 
86  to  75 
40  to  60 

175 

(a)  175 
175 

<«>!£ 

950 
75 
160 
960  to  800 
150 
160 
960 

75 

Deg.Min. 
r   45 

Incbe& 

86 
81-48 
80 
80 
86 
86 
86 
88 
86 
80 
84 

90 
91 
95 
96 
17 

Inches. 

64 

78 

88 

80 

96 
108 

84 
108 

98 

80 
190 

60 

60 

60 

90 
190 
199 

80 

48 

48 

79 

80 

96 

78 

80 

Mm. 
19.7 

15 

19.4 

81 

4     45 
4     46 
8       0 
8     85 

1      80 
8     66 

T       5 
4     45 

8  10 

9  80 
9     80 
9     80 
8       0 
7     10 

4.8 

81 

8.6 

89 

19 

88 

7 

84 

18 
96 
95 
18 
17 
80 
80 
80 
15 
17 
17 
16 
94 
19 
90 
10 
90 

10 

a^ 

6 

86 

81.8 

S:;!;.!!!: 

6.7 

86 

16,96,40 

89 

89 

8 

88 

4 

80 

48 
86 
86 
40 
86 
88 
88 
80 
86 
86 
88 

W^ 

89 

88 

7.9. 18.7 

84 

9     80 
6     90 
9     80 
5     66 
4     45 
4     45 
9      0 
9      0 

''l5 

16 

16 

88 

88.1 

88 

88.8 

89 

8ai;64 

84 

95.4 

87 

9meeh. 

88 

96 

8meBh. 

(a)  Plus  returns  from  roUs.   (5)  90O  tons  could  easily  be  acreeoed. 


The  adjustments  that  affect  capacity  are  discussed  in  §  292  and  §  293,  Chap- 
ter X.  Tests  are  given  in  §  293,  showing  the  quality  of  screening  in  a  few  of 
the  mill  trommels. 

The  following  figures  show  approximately  the  Quantities  of  ore  delivered  per 
hour  by  the  No.  3  and  following  trommels  in  Mill  26,  the  ore  all  having  previ- 
ously passed  through  5.7-mm.  square  holes:  Over  3.6  mm.,  2,500  pounds; 
over  2.1  mm.,  1,260-1,667  pounds;  over  1.5  mm.,  1,000-1,250  pounds;  over  0.9 
mm.,  833-1,000  pounds;  through  0.9  mm.,  2,750-1,917  pounds;  total,  8,333 
pounds.  The  two  following  examples  are  taken  from  Linkenbach,"  the  material 
treated  consisting  of  galena,  blende,  spathic  iron,  quartz,  graywacke  and  slate. 
The  trommels  are  all  conical.  In  the  first  set,  each  trommel  was  54  inches 
long,  and  the  smaJl  and  large  diameters  respectively  31.5  inches  and  38  inches; 
and  each  makes  15  revolutions  a  minute.  The  ore  treated  had  already  passed 
through  30-mnL  holes.    The  screen  plates  were  of  wrought  iron. 


Diametflr  of  Holes. 

Life  of  Plate. 

OTersise  per  Hour. 

Mm. 
99 
18 

6 

5 

8 

9 

Tlinmffh  IV ! 

460 
600 
470 
870 
860 
840 

Pounds 

9^14 

1.964 

1,468 

1,167 

909 

947 

165 

M71 

Total 

9,918 
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In  the  second  set,  each  trommel  makes  15  revolutions  a  minute, 
the  feed  is  not  stated. 


§  279 
The  size  of 


Small  Diam- 
eter. 

Large  Diam- 
eter. 

Length. 

Diameter  of 
Hole. 

llaterialof 
Plate. 

Life  of  Plate. 

Oversize  per 

Hour. 

Inches. 
48.0 
81.5 
81.5 

Inches. 
51 
88 
88 
88 
88 

Inches. 
77.0 
68.5 
63.5 
68.6 
68.6 

Mm. 
Through  1  mm. 

Iron. 
Iron. 
Iron. 
Steel. 
SteeL 

880 
800 
280 
260 

Pounds. 

8,747 

1,499 

i;S66 

9» 

m 

8,196 

Total 

11,461 

In  this  second  set,  the  finer  screens  are  worked  much  harder  than  in  the  first. 

The  two  following  examples  are  given  by  Blomeke.*^  The  first  is  a  series  of 
cylindrical  trommels,  the  second  a  series  of  conical,  concentric  trommels.  The 
material  screened  had  already  been  through  a  grizzly  with  60-mm.  spaces. 


Diameter. 

Length. 

Slope. 

Diameter  of 
Holes. 

OTersizeper 
Hour. 

Inches. 
21 
21 
21 
21 
21 
21 
21 
21 
21 

Inches. 
79 
69 
69 
69 
69 
69 
69 
69 
69 

Degrees. 

Hm. 
80 
20 
13 

8 

5 

8 

2 

1 

0.6 
ThrougbC.6mm 

Pounds. 

^•s 

485 

418 
809 
187 
198 
188 
68 
447 

. 

Total 

8,745 

All  of  the  trommels  in  this  first  set  were  run  at  18  revolutions  a  minute. 
The  total  amount  of  water  used  for  the  set  was  376  liters  a  minute. 


Diameter. 

Length. 

Diameter  of 
Holes. 

Orendseper 
Hour. 

Iiwrhfft. 

biDsr  oooe. . '  og 
Outer  oone..-  m 

..           . 

Inches. 

79I 
48 

1 
Throiif 

[m. 
30 
20 
18 
8 

rh  1  mm. 

Pounds. 
8,806 

••s 

771 
661 
880 
220 
441 
441 

Total 

8,815 

The  total  amount  of  water  used  for  this  second  set  was  400  liters  a  minute. 

§  279.  Cost  of  Screening. — ^The  cost  of  screen  plate  or  cloth  per  ton  of  ore 
milled,  in  fractions  of  a  cent  is  given  in  Table  192.  The  ore  in  every  case  ia 
wet,  or  at  least  moist. 


§  280 


SIZING  BCRBENS. 


361 


TABLE    192. — COST    OP    TROMMEL   8CBEBK8. 


PLATE. 

Bfill 

WIRE  CLOTH. 

Kfll 
Mo. 

Cost  of  Screen  FlAtM  in  FnustiODS  of  a  Gent 

Cost  of  Screen  Cloth  in  Fractions  of  a  Cent 

perTonofOreMUled. 

per  Ton  of  Ore  lUiied. 

IndiTidnal  Thwimela 

WhctoMUL 

IndiTidaal  Trommels. 

Whole  Mill. 

10 

0.890  to  o.a8« 

0.880  to  0.8S4 

r0.188  to  0.804 

0.106 

0.078  to  0.101 

« 

' 

0.879). 
0.256 
f  0.008 

0.701 

90 

6!o85"to*6!i76 

0.065  to  0.176 

0.J8B 

0.101  to  0.186 

M 

• 

2-^<«> 

81 

H 

0.440  to  0.661 

1.111  to  1.388(c) 

0.109 

0.661  to  0.701 

0.061 

(<<) 

0.068  to  0.048 

0.181  to  0.167 

86 

- 

0.088  to  0.048 
0.084  to  0.064 
O.On  to  0.066 
0.088  to  0.048 

0.889  to  0.8n 

96 

0.118  to  0.147 . 
0.118  too.  147 f 
0.118  to  0.147 
L0.814  to  0.868 

0.609  to  0.866  (e) 

0.808  to  0.831' 

0.147  to  0.161 

40 

0.181  to  0.107 
0.168  to  0.188 
.0.196  to  0.818. 

0.889  to  0.074(5) 

(a)  InchMJes  the  cost  of  putting  on.    (b)  Copper  sulphate  water, 
mel  not  won  out    (•)  Frobahlj  ugh  freight  charges. 


(c)  Probably  acid  water.   (4)  First  trom- 


At  the  Lehigh  Zinc  &  Iron  Co.'s  mill,  for  sizing  franklinite  ore  dry,  through 
10-,  15-,  20-,  30-  and  60-mesh  cloth  screens,  the  cost  of  the  trommel  screens  from 
July,  1895,  to  January,  1896,  was  $303.93,  screening  in  that  time  6,982  tons 
of  ore,  making  the  expense  per  ton  4.35  cents.*  This  high  figure  is  probably 
due  to  the  fact  that  very  fine  screens  are  used  and  a  number  of  them. 

At  Mill  26,  No.  2  trommel,  5  feet  long,  30  inches  in  diameter,  with  2^  inch 
shaft  and  witli  3  spiders,  treating  100  tons  of  quartz  per  day,  wears  out  its  shaft 
and  spiders  completely  in  one  year.  Estimating  the  cost  of  a  trommel  at  $85, 
screening  100  tons  a  day  for  350  days,  the  cost  per  ton  would  be  0.243  cent. 
If  changing  screen  plates  takes  3  men  half  a  day,  at  $3  per  day,  it  would  cost 
$4.50,  and  if  the  screens  last  40  days  and  treat  100  tons  per  day,  the  cost  for 
this  would  be  0.113  cent  per  ton.  The  annual  labor  cost  for  putting  in  a  new 
trommel  would  be  about  the  same,  and  would  take  the  place  of  the  40-day 
change  on  that  occasion.  Suppose  screen  cloth  costs  $5.50  and  lasts  40  days, 
this  would  give  a  cost  of  0.131  cent  per  ton.  Attendance  might  be  ^  of  a 
man  at  $2.50  by  day  and  $2.50  by  night,  equal  to  0.5  cent  per  ton ;  lubricating, 
0.02  cent  per  ton ;  1  horse  power  at  13  cents  per  24  hour  day  would  be  0.13  cent 
per  ton  for  power.  Summing  up,  we  get  some  idea  of  what  the  cost  of  screening 
by  a  trommel  might  be: 

First  oost  of  trommel 0.948  cent  per  ton. 

Tbe  labor  of  changing. 0.118     "         ** 

The  screen  doth. 0.181     ••         •• 

Theiower 0.180     "  •• 

LubricaUoD 0.080     "  •* 

Atteiidanoe. 0.600     ••         •• 


Total 1.187cents     " 

If  a  mill  has  a  number  of  trommels,  the  computation  should  be  made  for  each 
trommel  and  the  sum  of  their  costs  will  be  the  total  screening  cost. 

§  280.  Cones,  Pyramids,  Prisms. — These  forms  have  met  but  little  favor  in 
this  country  (see  §271).  The  advantage  claimed  for  the  cones  and  pyramids 
is  that  the  horizontal  shaft  simplifies  the  mechanism,  allowing  of  direct  belt 
and  pulley  connection  with  the  shaft  of  the  trommel.  The  angle  of  the  cone 
or  pyramid  becomes  the  angle  of  the  slope  of  the  screen.  On  the  other  hand, 
both  cone  and  pyramid  have  the  disadvantage  that  they  require  special  shapes 

•  Letter  from  J.  Price  Wetherill. 
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of  platee,  which  are  more  expensive  to  make  and  fit  than  the  simple  rectangular 
forms  used  upon  the  cylinders.  They  also  have  the  "disadvantage  that  the 
greater  work  of  screening  is  put  upon  the  small  end  of  the  trommel  where 
the  screen  surface  is  smallest  and  therefore  least  able  to  sustain  the  wear,  and 
where  the  curvature  is  greatest,  making  the  bank  deeper  and  less  manage- 
able. They  have  the  further  disadvantage  that  the  whole  condition  of  screening 
is  changing  from  the  beginning  to  end  of  the  trommel:  if  the  revolution  be 
made  to  suit  either  the  small  or  large  end  the  other  end  will  be  working  at  a 
disadvantage,  because  the  centrifugal  force  increases  from  the  small  end  to  the 
large  end.  The  spiders,  and  the  methods  of  attaching  the  screens  to  them,  are 
the  same  as  in  the  cylinders,  except  that  the  length  of  the  arms  is  made  to  suit 
the  taper  of*  the  cone. 

The  prisms  and  pyramids  are  made  octagonal,  hexagonal  or  square,  the  edges 
beiug  formed  by  permanent  frames  and  the  planes  being  filled  by  screen  cloth 
or  plate.  Mill  89  has  one  prism  and  Mill  90  has  one  pyramid.  It  would  seem 
that  whatever  advantage  is  gained  by  the  shock  which  the  ore  bank  gives  when 
it  strikes  a  plane,  in  hastening  sifting  and  in  unblinding  the  screen,  is  probably 
more  than  offset  by  the  extra  wear  which  the  first  half  of  the  plane  is  called 
upon  to  bear,  and  by  the  small  amount  of  screening  done  by  the  last  half  of 
the  plane. 

§281.  Tandem  and  Concentric  Tbommels  have  screens  of  two  or  more 
sizes  on  the  same  shaft :  in  tandem  tronmiels  two  or  more  screens  form  one  con- 
tinuous, cylindrical  or  conical  surface;  in  concentric  trommels  two  or  more 
screens  are  placed  one  outside  of  the  other.  In  tandem  trommels  the  first  or 
upper  screen  is  always  the  finest  and  the  others  follow  in  order  of  size ;  in  con- 
centric trommels  the  inner  screen  is  always  the  coarsest  and  the  others  follow 
in  order  of  sizes.  The  object  of  both  of  these  devices  is  to  save  mill  fall  or 
height  and  to  gain  compactness  of  plant,  but  both  of  these  advantages  are 
obtained  at  the  expense  of  simplicity.  The  tandem  form  can  use  only  two 
screens,  or  at  most  three,  because  the  first  screen,  which  receives  the  most  wear, 
is  the  finest,  and  is  therefore  least  able  to  stand  rough  usage.  The  concentric 
trommel  becomes  greatly  complicated  if  a  number  of  screens  is  used;  and  the 
fine  screen,  which  is  apt  to  be  high  cost  cloth,  has  to  be  made  very  large  and 
is  therefore  very  expensive.  On  this  account  two  screens  appear  to  be  the 
maximum  number  of  concentric  screens  attempted  on  one  trommel. 

The  practice  in  regard  to  tandem  trommels  is  shown  in  Tables  186,  187  and 
188,  that  in  regard  to  concentric  trommels  in  Table  193.  Of  the  162  trommels 
in  Table  188,  22  have  tandem  screens.  Table  193  shows  2  trommels  (Mills  11 
and  13),  with  concentric  screens,  and  3  (Mills  4  and  31),  with  tandem  and 
concentric  combined. 


TABLE    193. — CONCENTRIC   TROMMELS. 


FlntPftrt. 


A 

11 
18 


Inner 
Outer 
Inner 
Outer 
Inner 
Outer 
Inner 
Outer 
Inner 
Outer 


^1 


MnehE 

16-mesh 

25.4  mm... 

1  mm.  punched  hole. . . 
12.7  mm.  square  bole.. 
8.4  nun.  square  hole. . . 
9  nun 


4  mm. 


1^ 

3^ 


56 


Second  Part. 


Hole. 


^-In. 


18  nun. 
15  mm. 

6  mm. 

4nun. 


Slopes 


1^ 


18 


ScreeallatarteL 


CloCb. 


Steel  wire  doth. 
Punched  steel  plats 
Punched  steel  plate 
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The  outer  ecreen  in  Mill  4  is  put  on  only  at  the  upper  end  of  the  trommeL 
Those  of  Mill  31  are  put  on  only  at  the  lower  ends  of  the  trommels.  In  Mill 
13  the  lower  end  of  the  inner  screen  extends  6  inches  beyond  the  outer  screen. 

§  282.  The  Schmidt  Spiral  Scbeen  consists  of  a  continuous  wound-up 
ribbon  of  dead  plates  and  of  wire  cloths,  having  a  definite  space  between  suc- 
cessive turns  of  the  coil  (see  Fig.  224).  The  plan  is  to  place  the  coarsest  cloth 
inside,  the  finest  outside,  and  the  other  sizes  in  series  between  the  two.  At  the 
end  of  each  size  of  cloth  is  placed  a  cross  dam  at  a  slight  angle,  which  forces 
the  oversize  to  report  at  one  side  of  the  screen  or  one  end  of  the  drum,  where 


FIO.  224. — SCHMIDT  SPIRAL  SCREEN. 

a  spout  is  placed  to  discharge  it,  each  discharge  being  a  little  more  than  one 
revolution  in  advance  of  the  preceding.  At  the  end  of  each  size  of  cloth,  just 
beyond  the  discharge  and  before  the  next  size  begins,  is  a  short  dead  plate. 
These  little  dead  plates  are  put  in  the  series  to  prevent  the  undersize  from  a 
screen  above  from  mixing  with  any  given  oversize  just  as  it  is  discharging.  The 
advantages  claimed  for  the  spiral  screen,  in  addition  to  its  compactness,  are  that 
it  uses  less  water  and  power,  and  requires  less  fall  than  other  forms,  and  has  a 
horizontal  shaft.  The  disdvantage  is  that  it  is  much  more  troublesome  to 
repair  and  more  difficult  to  inspect. 

Linkenbach®  gives  the  following  example  of  a  spiral  screen  with  sieves  600 
mm.  wide,  making  8  revolutions  a  minute,  screening  3,000  kilos  (6,612  pounds) 
of  ore  per  hour,  using  ^  horse  power  and  30  liters  of  water  per  minute.  The 
feed  comes  from  a  wash  trommel  through  a  23-mnL  hole: 


SiaeofHolea 

Perforated  area, 
860«each. 

DeadPlaCm. 

Diameter  of 

sa^ns. 

Mm. 
15 

10 
7 

4.6 
8 

% 

8q.M. 

t.io 

8.84 
8.B7 
8.81 
8.08 
8.65 

Sq.M. 
0.00 
0.20 
0.26 
0.29 
0.88 
0.36 
0.00 

Mm. 
1.060 
1,880 
1,880 
1,680 
1,660 
1,800 
1.940 

This  screen  has  found  some  favor  on  the  continent  of  Europe,  but  its  intro- 
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duction  has  not  increased  as  rapidly  as  the  trommel.  At  Freiberg,  in  1883, 
there  were  3  spiral  screens  and  15  flat,  shaking  screens;  while  in  1893  there 
were  3  spiral  screens,  34  trommels,  and  3  flat  taking  screens.'^ 

§  283.  Systems  of  Screening  bt  Trommels. — ^The  system  which  meets  by 
far  the  most  favor  in  this  country  consists  in  the  use  of  cylindrical  trommels 
with  only  one  size  of  hole  to  each  tronmiel,  the  set  being  arranged  in  a  series 
beginning  with  the  coarsest  and  ending  with  the  finest  size.  This  is  the  best 
system,  because  it  proportions  the  wear  to  the  ability  of  the  screens  to  withstand 
wear — ^the  coarsest  has  the  hardest  usage  and  the  finest  the  mildest.  It  also 
makes  a  more  perfect  separation  of  the  coarse  from  the  fine  ore,  and  very  much 
lessens  the  production  of  slimes.  Abroad,  the  series  has  sometimes  been  divided 
by  the  following  means :  The  ore  first  goes  to  a  screen  with  medium-sized  holes ; 
the  oversize  of  this  to  a  series  of  coarse  screens,  the  undersize  to  a  series  of  fine 
screens.  This  system  saves  some  fall,  but  it  causes  excessive  wear  on  the  receiv- 
ing screen,  beside  complicating  the  arrangement  The  different  systems  of 
arranging  trommels  may  be  classified  as  follows : 

(A)  Trommels  without  special  devices  to  diminish  fall.  A  single  size  of  hole 
for  each  trommel,  the  coarsest  first. 

(a)  The  straight  line  system,  in  which  one  trommel  follows  another, 
with  their  axes  generally  in  one  vertical  plane  (see  Fig.  218). 
(&)  The  side  by  side  system,  in  which  the  direction  of  the  ore^s  move- 
ment is  reversed  for  each  trommel  (see  Fig.  225).  This  sys- 
tem is  more  compact,  but  uses  a  little  more  height  and  is  not  as 
simple  as  the  preceding. 
(5)  Trommels  with  special  devices  for  minimum  fall. 

(i)  Beginning  with  finest  holes.     Two  or  three  different  sizes  of  holes  in 

a  single  cylinder  or  cone. 
(2)  Beginning  with  medium-sized  holes.     One  trommel,  with  say  9-mn). 
holes,  sends  oversize  to  a  second  trommel  with  two  or  three  sizes  of 
coarser  holes,  and  undersize  to  a  third  trommel  with  two  or  three 
sizes  of  finer  holes  (see  Fig.  226). 
(S)  Beginning  with  coarsest  holes. 
{a)  A  concentric  trommel  (either  cylinder  or  cone)  with  two  or  three 

screens. 
(&)  The  Neuerburg  system  uses  as  many  as  three  successive  conical 
trommels  on  one  horizontal  shaft,  with  little  sand  wheels  to  lift 
undersize  of  first  to  second,  and  of  second  to  third    (see  Fig. 
227). 

(c)  The  Heberli  system  uses  as  many  as  four  conical  trommels  on  a 

single  inclined  shaft,  the  ore  moving  from  the  large  to  the  small 
end  of  the  cone  (see  Fig.  228). 

(d)  The  Schmidt  spiral  screen  has  successive  sizes  in  a  continuous  spiral 

on  a  single  shaft. 

Comparing  trommels  in  straight  line  with  trommels  side  by  side :  the  former 
require  somewhat  less  fall;  the  latter  arrangement  is  more  compact,  but  it  is 
less  accessible  for  ipspection  and  repairs,  and  the  compactness  is  often  uncalled 
for.  The  loss  of  height  from  passing  through  the  trommel  is  much  less  with 
the  spiral  than  with  the  cylinder  or  ordinary  cone,  as  it  omits  the  conveying 
launders  with  their  necessary  grades.  The  Neuerburg  design  of  conical  trommel 
overcomes  this  loss  of  heignt  by  introducing  little  elevating  sand  wheels,  and 
also  simplifies  the  driving  mechanism  for  a  set  of  trommels ;  but  to  offset  these 
advantages,  it  seriously  complicates  inspection  and  the  replacing  of  worn  out 
screen  plates. 

§284.  Comparison  of  Trommels  and  Eiddlbs. — Owing  to  the  fact  that 
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a  riddle  uses  the  whole  of  the  surface  at  all  times,  while  a  trommel  uses  only  a 
narrow  strip,  the  former  will  have  a  much  larger  capacity  than  the  latter  if  the 
slopes  are  such  that  the  ore  banks  are  kept  thin;  but  ias  a  rule  they  require 
greater  slope.  In  regard  to  quality,  the  shaking  action  of  the  riddle  causes  it 
to  do  a  high  grade  of  screening,  provided  it  has  suflBcient  slope  to  have  a  thin 
ore  bank ;  but  the  long  path  of  the  particles  in  the  trommel,  if  the  slope  of  the 
latter  is  not  too  gentle,  brings  up  its  quality  to  nearly  that  of  the  riddle,  except 
on  the  finer  sizes.  In  regard  to  power,  the  authorities  agree  that  the  riddles 
take  more  than  the  trommels.  The  trommels  run  more  quietly  than  the  riddles, 
as  they  give  no  jar  or  shake.  In  regard  to  wear,  repairs,  and  frequency  of 
stops  for  repairs,  the  authorities  hold  that  the  advantage  is  largely  with  the 
trommels.  In  regard  to  slime  making,  most  authorities  hold  that  the  wear  of 
the  trommel  makes  less  slimes  than  the  shock  of  the  riddle.     In  regard  to  sim- 
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FIG.   228. — SIDE  KLEVATION. 

plicity,  the  mounting  of  the  screen  is  simplest  in  the  riddle,  while  the  power 
oonnections  are  simplest  in  the  trommel. 

To  sum  up  the  practice  by  the  number  of  machines  used :  167  positions,  in 
the  mills  visited  by  the  author,  use  trommels,  and  3  use  riddles.  The  opinion 
of  foreign  mill  men  appears  to  confirm  that  of  American,  for  we  find  that  in  the 
Freiberg  district,  from  1883  to  1893,  the  number  of  riddles  was  reduced  from 
fifteen  to  three,  while  in  the  same  period  the  number  of  trommels  was  increased 
from  none  to  thirty-four."  For  coal  screening,  however,  riddles  are  consider- 
ably used,  and  do  excellent  work.  They  are  also  considerably  used  in  leaching 
plants  and  other  places  where  the  entire  product  is  ground  very  fine. 

Bibliography  fob  Sizing  Screens. 
This  wUl  be  found  at  the  end  of  Chapter  X. 


CHAPTER  X. 

PRINCIPLES  OP  SCREEN  SIZING. 


Under  this  heading  will  be  discussed  the  various  considerations  that  affect 
the  number  of  sizes  into  which  an  ore  should  be  screened^  and  that  affect  the 
quality  of  the  sized  product 

§285.  SiEVB  Scale. — The  list  of  successive  screen  sizes  used  in  any  mill, 
taken  in  order  from  coarsest  to  finest^  is  called  the  sieve  scale.  Rittinger  held 
that  in  such  a  set  the  diameter  of  the  holes  in  any  screen  must  bear  some  con- 
stant ratio  to  that  of  the  one  above  it,  thereby  making  the  sieve  scale  a  geo- 
metrical series.  He  adopted  1.414  (=4/2)  for  this  ratio;  and  his  sieve  scale 
starts  with  1-mm.  hole,  and  ranges  up  and  down  from  that  point.  It  is  given 
in  Table  194.  For  convenience  in  designating  different  classes  of  machines 
treating  different  sizes  of  ore,  he  divided  the  sizes  smaller  than  6^4  mm.  into 
five  classes:  lump  ore  (stufen),  64-16  mm.  (2^-1  inch);  coarse  jigging  ore 
(graupen),  16-4  mm.  (f-^  inch) ;  fine  jigging  ore  (gries),  4-1  mm.  (yV-0.04 


TABLE    194. — RITTINOEB'S    SIEVE 

SCALE. 

DUuneton. 

Areas,  if  Holes 
are  Square. 

Volumes,  If  Par- 
ticles are  Cuhes. 

Diameters. 

Areas,  if  Holes 
are  Square. 

Volumes,  if  Par- 
ticles are  Cubes. 

Mm. 

^bS"^ 

Mm. 

8q.  Mm. 

Cu.  Mm. 

04.0 

808,144 

8.8 

8 

88.6 

45.2 

8,048 

88,008 

8.0 

4 

8.0 

82.0 

1.084 

88,768 

1.4 

8 

8.8 

tt.6 

618 

11,688 

1.0 

1 

1.0 

16.0 

860 

4,096 

0.71 

0.6 

C.a6 

11.8 

188 

1,448 

0.60 

0.96 

0.196 

8.0 

64 

618 

O.SiS 

0.196 

0.044 

6.7 

Ifll 

181 

0.96 

0.068 

0.016 

4.0 

16 

64 

TABLE  195. — SIEVE  SCALES  IN  AMERICAN  MILLS. 


Mill 
Number. 


10 
11 
18 
16 
16 
17 
18 
80 
81 
88 
88 
94 
86 
96 
87 

88 

80 

80 

81 

88 
88 

84 


Diameters  of  Holes,  in  Millimeters. 


18.7, 

S5.4,  10. 
12  7.  «.4. 
l«.i  4.7.  3,3. 
90.O,  lu.ll,  ftOn  «,0. 
16.0.  1(».0.  7.0.  6.0,  8.6, 8.a 
8.0.  SM.M.3, 
6.4,  a  fl,  e.7.  1.5. 
4.C.  3  S.  i.a. 
12,0.  tA  3.0. 
7.0,  5.0,  a  0. 
10.0.7.0,6.0,3.0. 
6.0. 

6.7,  S.  8,2,  MB,  0.0. 

88  I,  25  4,  ir> «.  19.7. 10.8,  8.8,  4.4, 9.8. 8.a 
j  40. 0. 25.0,  m.0, 12.0,  8.0,  6.0,  8.6,  8.a 
\  S.-l.  2.0. 

8.0.  fl.D,  4  0,  a  0.2.6. 
j  :.->  0,  15.0.  10.0,  7.0,  6.0,  8.0. 

inb,  15.0,  &.0,  6.0,  4.0. 

la.o,  ao,  fl,o,  3.0. 

fl  0.  2.0. 
18  7,  7.9.  6.L  3.8. 
J  IB  0.  1 3  0,  I LO,  9.0,  7.0,  6.0,  8.0. 
18.0. 


Mill 
Number. 


86 
86 

87 

88 

89 
40 

41 


84 
86 


(a)  89 
(a)  99 


Diameters  of  Holes,  in  mmmetan. 


i  16.0, 0.0, 6.0, 8.a 
7  8.6. 

18.7,  7.9,  6.1.  8.8. 
i».4, 18.7,  0.0.  6.0, 8.a 


1 8.6, 1.6. 
188L1,99 


98.8, 9.6, 6.0, 8i(. 

•^8.6. 

'28.8,0.6,6.0. 
64.0,  8ai,  16.0.  &6,4J^ 

S  :iO.O,  7.0, 4.6,  8.a 

18.0. 

116  9,9.6,6.4,8a 

18.8. 

f6.4. 

J  18.7, 6.4. 

16.4. 

l8.6. 

S  11.1. 

l8.0,8.a 

86.4. 

0.0,  6.6,  8.0, 1.96u 

(86.4. 
18.1. 

6.4,  8.8, 1.6,  0.M,  0.81, 0.68, 0.96u 
6.0.  3.6,  8.0. 


(a)  Tbese  are  magnetic  oonoentrating  mills,  and  the  screening  is  done  on  dried  ora. 
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MUl. 
8iibermu(o) , 

1(6).. 

1(6).... 

SchuleiiberK  (6). 

Bampaon  mine,  at 

ttt.AiKlreattburg.6 

Ammelwrg  (cX 

Dofikbcf^  A  Aorore 
Works,  at  Bams- 
becJcCd) 


Diametara  of  Holes,  in  Mfllimetera. 


l&O,  8.0,  6.0,  8.0,  2.0, 1.0,  0.6. 
8&0, 18.8,  laO,  7.6,  6.6,  4.2,  2.6, 1.6. 

&4,' 6.6, 4.8, 2.6,  1.6,  l.a 

2.0, 1.0. 
L2.0.1.0,  0.6.0.26. 

,  60.0,  82.0,  17.7,  18.8,  10.0,  7.6,  6.6, 
'!     4.2,  8.6,  2.0.  l.a 

20.0, 16.0, 10.0.  6.4,  4.2,  2.6,  l.a 

80.0,  SCO,  12.0,  6.0,  &0,  l.a 

10.0,6.0.8.0,  l.a 

80.0, 18.0.  8.0,  6.0,  2.6. 

ao,  2.5,  2.U,  1.6, 1.26,  l.a 

2.6,  2.0, 1.4,  l.a 

2.0, 1.4. 1.2.  i.a 

\  60.0, 2a0, 12.0, 0.C,  7.0,  6.6,  4.0, 8.0, 

^   2.0,  i.a 


Mill. 

Vaucron(e) 

FriedricbssegeiM /) 

ElI18(/) 

Laurenburg  (/). . . 

Wel«(/) 

Meehernich  (/)... 

Himmelfahrt  MiU, 
Freiberg  (i^)... 

Bleyberg(a) ... 


Diameters  of  Holes,  in  MilUmeters. 


26.0,  4.0,  2.8,  2.0,  1.4,  l.a 

6.6,  4.0,  2.8.  2.0, 1.4,  l.a 

50.a  86.0,  80.0,  20.0,  12.0,  6.0.  6.0, 

3.0,  30,  1.0. 
Sn.O,  18. E),  ID. 0,6.00, 8.0, 1.6. 

.  ao,  4.a  3.0, 2.0,  l.a 

*40.  SA  1.0. 

86.i>.  15.0.  3.0. 

•  ai>,  5.0, 3.0. 

le  CI,  NO,  D  5,  4.0.  2.76,  2.0, 1.6. 
60  fi,  ao  (t.  JiX  16.0, 10.0,  6.0, 8.0, 1.6. 
J  60  0,   2iA(i,   fi,3,  6  0. 
1  Mo,  10  u,  T.a,  8.0,  2.a 

]  16.0. 12.0.  2.0,  7.0, 5.6,  4.0, 8.0,  2.a 

( 86.a  28.a  26.a  22.0, 20.0,  laa  16.0, 

<     12.0,  10.0,  8.0,  7.0,  6.0,  6.0,  4.0, 
(     8.0, 2.0. 


u.  HutUnwBtn  dts  06erA4xrM«,  (Rtuttgart, 
...    .„      ^  ^  ^^^  j^^^^ 

Ann.  d€9  Jfinet, 


inch) ;  coarse  table  ore  (mehl),  1-0.25  mm.  (0.04-0.01  inch) ;  and  fine  table 
ore  (staub),  finer  than  0.25  mm. 

The  sieve  scales  found  by  the  author  in  the  mills  are  given  in  Table  195. 
There  is  but  one  mill  (22)  that  has  a  constant  ratio  or  geometrical  series. 
There  are  several  others  (16,  17,  33  and  36)  that  approximate  to  geometrical 
series.  Mills  23  and  34  have  arithmetical  series.  The  practice  In  regard  to 
sieve  scales  in  some  of  the  European  mills  has  been  collected  from  the  literature 
and  is  given  in  Table  196,  for  comparison.  Of  these  mills,  Lautenthal  has  one 
set  of  screens  with  a  constant  ratio  of  2.  Vaucron,  if  we  omit  the  25-mm. 
screen,  has  two  sets  with  the  ratio  of  1.41.  At  Clausthal,  in  a  set  of  eleven 
screens  the  ratio  of  1.33  occurs  five  times  in  succession.  In  the  other  mills 
the  ratios  are  irregular.  It  will  be  seen  therefore,  that  neither  in  America  nor 
in  Europe  do  constant  ratios  find  favor  as  a  rule. 

Single  or  Multiple  Ratio? — There  are  many  reasons  why  a  single  ratio  run- 
ning through  the  whole  sieve  scale  may  not  be  advisable.  The  scale  may  be 
divided,  having  an  upper  portion  with  one  ratio,  a  lower  with  another.  Prac- 
tically, the  sieve  scale  is  developed  by  the  exigencies  of  the  mill,  the  ratio 
increased  or  decreased  between  any  two  screens  where  the  particular  work  seems 
to  demand  it.  This  change  can  be  easily  made  when  a  screen  wears  out  and 
is  changed.  The  ratio  to  be  adopted  depends  mainly  upon  the  specific  gravities 
of  the  grains — ^in  a  general  way  the  greater  the  diflference  in  specific  gravity  be- 
tween the  values  and  the  waste  the  greater  may  be  the  ratio  between  the  diame- 
ters of  holes  in  successive  screens.  This  is  true  because  the  ease  of  the  subse- 
quent separation  increases  with  the  diflference  in  specific  gravity.  Certain 
other  considerations,  however,  modify  the  ratio,  as  follows: 

(a)  The  diflSculty  of  the  subsequent  separation  increases  with  the  diflference 
in  the  sizes  of  grains  treated  together,  that  is  to  say,  with  an  increased  ratio. 
(6)  A  product  which  consists  mainly  of  cubes  or  compact  forms,  can  have  a 
larger  ratio  than  one  which  has  a  large  per  cent,  of  fiat  scales  and  elongated 
grains  mixed  with  compact  forms,  (c)  If  the  minerals  are  near  each  other 
in  specific  gravity  or  if  the  ore  breaks  so  as  to  give  a  considerable  proportion 
of  included  grains,  with  intermediate  specific  gravity,  then  close  sizing  (that 
is,  a  small  ratio)  will  generally  give  cleaner  products  on  the  jigs  following; 
but  if  the  minerals  are  in  a  coarsely  crystallized  condition,  tending  to  make 
but  little  in  the  way  of  included  grains,  a  larger  ratio  may  be  used  than  if  the 
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crystals  are  fine,  (d)  Where  such  a  large  quantity  of  material  comes  on  to 
any  screen  as  to  require  an  increase  of  the  number  of  screens  treating  that  size, 
and  more  than  one  concentrating  machine  to  treat  the  product,  it  may  be  better 
to  diminish  the  ratio,  using  two  successive  screens  with  different  sizes  of  holes, 
rather  than  to  use  two  screens  side  by  side  with  the  same  size  of  hole-  The 
advantage  of  a  closer  sizing  will  thus  be  obtained.  There  may  also  be  cases 
whiere  it  will  be  perfectly  safe  to  increase  the  ratio  in  order  to  get  the  desired 
quantity  of  ore  for  some  following  machine.  The  arithmetical  series  in  Mill 
34  was  found  to  send  too  much  material  to  some  of  the  jigs,  and  too  little  to 
others;  the  ratio  was  therefore  changed  two  or  three  times  to  correct  this  diflB- 
culty,  but  the  author  does  not  know  what  scale  was  finally  adopted.*  (c) 
The  increase  in  slimes  and  mineral  loss,  due  to  too  much  screening,  may  be 
more  harmful  than  the  imperfect  work  due  to  too  large  a  ratio.  This  would 
point  to  the  use  of  a  large  ratio.  Mill  27  has  been  troubled  by  the  sliming 
due  to  the  large  number  of  screens  used,  and  the  superintendent  expects  to 
make  a  large  saving  by  reducing  the  nuMber  of  screen-sized  products  fropi 
eight  to  three  or  five.     (/)  The  portion  of  the  sieve  scale  devoted  to  hand 

f)icking  generally  has  a  large  ratio;  but  it  is  not  well  to  have  this  ratio  too 
arge,  for  the  eye  and  mind  cannot  deal  as  well  with  1-inch  pieces  and  3-inch 
pieces  together  as  with  either  taken  separately,  (g)  If  the  ore  is  so  friable 
and  tender  as  to  require  careful,  graded  crushing,  the  upper  part  of  the  sieve 
scale  will  need  a  smaller  ratio  tiian  if  such  graded  crushing  is  not  necessary. 
(A)  The  tailings  from  the  coarse  jigs  may  be  so  rich  that  it  is  necessary  to 
re-crush  and  re-wash  them,  in  which  case  the  ratio  of  sizes  fed  to  these  coarse 
jigs  may  be  large,  because  the  quality  of  the  tailings  does  not  require  close 
attention ;  while,  on  the  other  hand,  the  tailings  from  the  fine  jigs,  being  waste, 
will  require  closer  attention,  and  therefore  a  smaller  ratio  may  be  advisable. 

To  sum  up  the  matter,  it  seems  clear  that  there  are  four  regions  of  the  sieve 
scale,  each  one  of  which,  from  considerations  of  its  own,  may  need  a  greater  or 
less  ratio  between  its  screens.  They  are:  (1)  The  hand  picking  region;  (2) 
The  graded  crushing  region;  (3)  The  coarse  jigging  region;  (4)  The  fine 
jigging  region.  The  second  may  cover  the  same  ground  as  a  part  or  the  whole 
of  the  first  and  third  regions. 

§286.  Thb  Limits  of  the  Sieve  Scale. — The  size  of  hole  used  in  the 
coarsest  trommel  will  be  determined  by  considerations  of  graded  crushing  and 
of  hand  picking.  The  size  of  hole  in  the  finest  trommel,  down  to  which  screen- 
ing shall  take  place,  and  beyond  which  the  preliminary  separation  shall  be 
made  by  hydraulic  classifier,  will  be  decided  by  three  main  considerations:  (1) 
The  hydraulic  classifier  can  be  run  much  more  cheaply  than  the  last  one  or 
two  trommels;  (2)  On  the  other  hand,  the  tailings  of  the  jigs  treating  classi- 
fier products  are  much  richer  than  those  of  jigs  treating  sized  products;  (3) 
The  finer  the  screening  is  carried  (that  is,  the  later  the  hydraulic  classifica- 
tion begins)  the  denser  will  be  the  fine  pulp  sent  to  slime  tables,  because 
there  will  be  fewer  hydraulic  classifiers,  which  are  great  diluters  of  the  pulp. 
This  is  a  distinct  advantage  for  slime  table  work.  The  first  of  these  considera- 
tions is  an  argument  against  fine  screening,  but  the  other  two  favor  it.  Each 
mill  manager  must  decide  whether  fine  screening  or  coarse  classification  is 
better  for  his  particular  case.  In  this  connection,  it  is  debatable  whether  the 
more  common  European  limit  of  1-  to  1.5-mm.  holes  for  the  finest  screen  is  not 
better  than  the  more  common  American  limit  of  2  to  3  mm. 

The  following  figures  show  the  coarsest  and  finest  holes  used  in  the  American 

*  It  should  be  noted  that  the  proportion  of  ore  passinpf  through  the  holes  of  a  vX^tm  ecreen  will  i 
tho  holes  are  enlarged  by  wear.    This  is  iUustrated  bj  some  of  the  tests  from  Mill  98,  gi^en  In  |  8Nl 
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mills:  Of  108  punched  plate  screens,  the  coarsest  has  40-mm.  holes^  the  finest, 
1.25  mm.;  of  4  cast-iron  screens,  the  coarsest  has  54-mm.  holes,  the  finest, 
25.4  mm. ;  of  43  wire  cloth  screens,  the  coarsest  steel  screen  has  25.4-mm.  holes, 
the  finest,  0.5  mm.,  and  the  coarsest  brass  cloth  screen  has  6.4-mm  holes,  the 
finest,  0.25  mm.  In  Mill  21  a  24-me8h  trommel  has  been  discarded,  leaving 
1.2  mm.  (12-mesh)  as  the  finest  screen.  In  Mill  18,  where  the  finest  screen 
has  1.3-mm.  holes,  two  smaller  sizes  were  tried  and  discarded.  Linkenbach 
recommends  1.5  mm.  as  the  limit  of  fine  screening,  everything  finer  being 
sent  to  hydraulic  classifiers.  Heberle  piactically  coincides  in  this  judgment 
holding  1.4  mm.  to  be  the  limit  of  satisfactory  screening.* 

§287.  Shape  and  Abbanqement  of  Holes. — The  practice  is  almost  uni- 
versal in  this  country  to  use  round  holes  in  punched  plate,  and  approximately 
square  holes  in  wire  cloth  screens.  The  round  holes  of  plate  screens  have  the 
advantage  that  they  give  the  most  even  product ;  the  square  holes  of  cloth  and 
long  holes  of  plate  or  cloth  allow  greater  variation  in  the  section  of  the  maxi- 
mum grain.  Cloth  screens  give  a  greater  percentage  of  opening  and,  therefore, 
of  capacity  than  punched  plate.  Thomas  A.  Edison  points  out  that  the  tra- 
jectory of  a  moving  particle  requires  a  hole  to  be  lengthened  in  the  direction 
^of  the  path  of  the  particle  in  order  that  the  grain  of  maximum  size  may  pass 
through  the  hole.  Holes  in  rows  making  6*0**  with  each  other  ("staggered") 
give  greater  area  of  discharge  than  those  with  90^  (see  Figs.  119  and  120). 
All  of  the  pxmched  plate  screens  recorded  by  the  author  are  laid  out  on  the 
60**  plan. 

§288.  The  Percentage  of  Opening  is  the  ratio  of  the  net  area  of  the 
holes  to  the  whole  area  of  the  screening  surface.  It  depends  upon  the  arrange- 
ment of  the  holes  and  the  amount  of  space  left  between  them.  It  is  obvious 
that  the  greater  the  percentage  of  opening,  the  more  rapid  and  the  more  perfect 
will  be  the  screening.  The  practical  limit  is  reached  when  the  strength  of  the 
screen  is  too  much  reduced.  The  thicker  metal  used  for  coarse  screens  allows 
a  larger  percentage  of  opening  to  be  used  than  in  fine  screens  (see  Tables  197, 
198  and  199).  The  percentage  of  opening  for  round  holes  with  different  arrange- 
ments and  spaces  is  as  follows:  If  the  space  equals  half  the  diameter  of  the 
hole  the  percentage  of  opening  is  40.3%>  with  the  60^  arrangement,  and  34.9% 
with  the  90^  arrangement;  but  if  the  space  equals  the  diameter  of  the  hole  the 
percentages  of  opening  are  respectively  22.6%  and  19.6%.  Harrington  & 
King's  standard  list  of  plate  screens  with  round  punched  holes  is  given  in  Table 
197,  which  shows  also  the  space  between  the  holes  and  the  net  percentage  of 
opening. 

TABLE  197. — SIZES  OF  BOUND  PUNCHED  HOLES  IN  PLATE  8CBEENS,  AS  MADE  BY 

HARRINGTON    A  KING. 


Diameter  of 

Spaoes  between 

Feroentageof 

Diameter  of 

Spaces  between 

Percentage  of 

Holes. 

Holes,  (a) 

Opening. 

Holes. 

Holes,  (a) 

Opening. 

Mm. 

Mm. 

% 

Mm. 

Mm. 

i, 

1 

1.88 

11 

18.6 

6.56 

1.6 

1.68 

18 

15 

7.88 

88 

t 

1.97 

16 

80 

8.58 

80 

9.6 

8.S6 

17 

86 

18.10 

86 

3.86 

18 

80 

8.10 

87 

8.86 

84 

40 

13.06 

48 

8.94 

94 

8.58 

94 

Inches. 

Inches. 

4.11 

94 

1.75 

o.ess 

88 

lA 

6.90 

99 

8.00 

0.025 

86 

a 

4.70 

94 

9.86 

0.750 

84 

3 

6.88 

10 

9.50 

0.750 

36 

• 

6.88 

94 

8.75 

0.750 

87 

10 

4.80 

80 

8.00 

0.760 

80 

(a)  The  holes  are  arranged  in  eqaflateral  triangles  in  all  cases 
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The  following  is  a  partial  list  of  HarriDgton  &  King's  elongated  punched 
holes : 


Dimeoaioiisof 
rioles. 

Space  bstwMB 

Inchfli. 

• 

iDcbea. 

In  this  list;  the  sizes  between  the  first  and  second^  and  those  between  the  second 
and  thirds  are  graded  from  one  to  the  other.  These  holes  are  arranged  in 
either  of  three  different  ways.  The  dimensions  L.,  W.  and  S.^  indicated  in 
Fig.  229,  are  the  length,  width  and  space  in  the  above  list 


FIQ.    229. — ^ELOKOAXBD   PUNCHED   SCREEN    HOLES: 


Table  198  is  a  partial  list  of  the  double  crimped  wire  screens  carried  in  stock 
by  the  W.  8.  Tyler  Co.    This  table  illustrates  the  disadvantage  of  designating 


TABLE    198. — 

-TYLER   DOUBLE    CRIMPED   WIRE   SCREENS.* 

fcl 

Iron  or  SteeL 

Copper  or  Bran. 

Sri 

RangeM 

Hanget 

\\ 

Ranges  in 
DiaoMterof 

Ranges  in  Width  of  Holes. 

in  per* 
centage 

Ranges  in 
Diameter  of 

BangesJn  Width  of 
Hok^^ 

tnper^ 
oentajre 

|l 

Wire. 

of  Open- 
ing. 

Wire. 

of  Open 
inf. 

Inches. 
1.0-0.875 

Inches. 

4 

Mm. 
101.6 

fi^ 

Inches. 

Inches. 

Mm. 

i 

1.0-0.980 

8 

76.8 

55-66 

1.0-0.108 

0.75-0.168 

0.44-0.190 

0.198-0.098 

8 

1 

0.5 
0.85 

808 

44-88 

85.4 
18  7 

8!)-74 



6.86 

88-58 

0.844-0.078 

0.756-0.998 

10.8-83.6 

67-86 

0.19^^.047 

0.806-0.458 

10.6-14.5 

88-89 

0.168-0.047 

0.888-0.458 

8.6-11.5 

45« 

0.135-0.085 

0.19S-0.896 

5.08-7.87 

85-80 

0.185^.035 

0.196-0.996 

5.08-7.57 

85^ 

0.180--0.088 

0.180-^.888 

3.80-5.64 

87-79 

0.190-0.038 

0.180-0.818 

8.80-5.54 

87-76 

0.080-0.080 

0.087-0.147 

8.81-8.78 

87-78 

0.080-0.085 

0.087-0.148 

8.91-8.61 

r-78 

0.06a^.017 

0.068-0.108 

1.87-8.74 

85-75 

0.063-0.090 

0.068-0.105 

1.57-8.67 

85-Tl 

10 

0.047-O.015 

0.06^-0.065 

1.85-8.16 

8S-72 

0.064-0.018 

0.046-0.068 

1.17-^.08 

21-^ 

18 

0.041-0.014 

0.048-0.060 

1.07-1.75 

85-60 

0.047-0.017 

0.036-0.066 

0.91-1.68 

19^ 

lA 

0.08S-0.009S 

0.031-0.053 

0.77-1.85 

35-T8 

0.085-^.0185 

0.0875-0.048 

O.TO-1.84 

1^ 

flO 

0.095-0.009 

0.085-0.041 

0.64-1.04 

86-67 

0.085-0.0095 

O.OSB-0.0405 

0.64-l.QB 

95-«6 

]V> 

0.015-0.009 

0.017-0.084 

0.44-0.68 

96-58 

0.017-0.008 

0.0168-0.0888 

0.41-0.64 

84-58 

no 

0.010-0.008 

0.010-0.019 

0.85-0.80 

85-86 

O.O11-O.O06 

0.009-0.018 

O.88-O.80 

W^ 

so 

0.00795-0.007 

0.0058-0.0055 

0.1884).140 

17-19 

0.00685 

0.00685 

0.159 

95 

100 

0.0045 

0.0C65 

0.140 

80 

*  For  the  1-mesh  screens  there  are  18  sizes  of  holes  between  the  limits  indicated  in  the  table.  This  number 
decreases  for  the  finer  screens,  until  for  80  mesh  there  are  but  two  sixes  of  holes  for  steel  and  but  one  for  brasB. 
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screens  by  the  number  of  meshes  per  linear  inch.  With  the  actual  commercial 
sizes^  an  S-mesh  screen  may  have  holes  24%;  wider  than  a  6-mefih,  on  account  of 
different  sizes  of  wire  used,  although  if  the  proportional  sizes  of  wire  are  used 
the  6-mesh  hole  is  25%  wider  than  the  8  mesh. 

The  practice  in  the  mills  is  given  in  Table  199,  which  is  summarized  from 
Table  188.  The  instances  of  very  low  percentages  of  opening  may  be  either 
bad  practice  or  they  may  be  caused  by  some  local  difficulty  to  be  overcome,  such 
as  very  hard  cutting  rock  or  very  acid  water.  In  general  this  table  sustains 
the  claim  that  wire  cloth  screens  have  a  greater  percentage  of  opening  than 
punched  plate. 

§  289.  Thb  Thicenbss  of  the  Flats  ob  Wire. — In  deciding  this  there 
are  five  main  considerations:  (1)  The  maintenance  of  the  diameter  of  the  hole. 
The  enlargement  of  the  hole  per  ton  of  ore  screened  will  be  the  same  whether 
the  metal  is  thick  or  thin,  but  the  thinner  metal  will  be  discarded  sooner,  and 
hence  the  change  in  diameter  of  hole  will  be  less  than  with  the  thicker  metal; 
(2)  The  life  will  increase  with  the  thickness  of  the  metal  up  to  the  limit  of  en- 
largement of  hole  that  can  be  permitted;  (3)  The  running  cost  consists  of  the 
first  cost  and  the  cost  of  changing  screens,  and  is  modified  by  the  life  of  the 
screen.  These  two  costs  have  opposite  effects:  the  thick  screen  costs  more  at 
start,  but  is  changed  less  often ;  the  thin  costs  less,  but  is  changed  more  often ; 
(4)  The  blinding  of  the  hole.  There  can  be  no  doubt  that  blinding  of  the  hole 
is  more  apt  to  take  place  in  a  thick  than  in  a  thin  screen ;  and  further,  when 


TABLE     199. — ^VARIATIONS    IN     THE    PERCENTAGE    OF     OPENING     IN     THE     MILL 

SCREENS. 


INameten 
off  Holes. 

Round  Holes  in 
PuDched  Plate. 

Square  Holes  in 
^Wire  Cloth. 

Diameters 
of  Holes. 

Bound  Holes  In 
Punched  Plate. 

Square  Holes  in 
^Wire  Cloth. 

Mm. 

I^rcentage  of 
OpeniuK. 

Feroentaf^of 
Opening. 

88 
87 
8»-88-a8-S8 

86ls& 

Mm. 

8.8 
8.6 
9.0 
9.6 
10.0 
10.8 
11.1 
18.0 
18.7 
15.0 
16.9 
16.0 
19.1 
80.0 
88.8 
86.0 
85.4 
81.8 
88.1 
40.0 
64.0 

pBToentageot 
Ojenlng. 

88 

89 

88-88 

88-44-^ 

47 

44 

40 

88^1-41 

86-66 

86-47-47 

8 

80-44 

44-44 

89-44 

11-40 

86 

48 
60 

Peroentaipe  of 
Opening. 

1^8 

1.8 

l.S 

8.0 

16-16-88-88-88-86 

8.1 

8.6 

14.85-86 

8.7 

SB 

8.8 

SS 

8(^^^-80-20-86-61 

S.O 

8.5 

47 
88-88-88 

S.6 

4.4 

87 

4.S 

4.6 

40 

4.8 

18 

6.0 

5.7 

46 

6.0 

6.4 

88-89 

7.0 

16-18-88^ 
84 

8.0 

the  flare  of  a  punched  hole  is  worn  to  a  rounded  shape,  this  effect  will  be  in- 
creased. Cloth  screens  blind  up  more  easily  than  plate;  (5)  The  percentage  of 
opening.  In  punched  plate  screens  with  large  holes  the  percentage  of  opening 
may  be  made  large  by  using  thicker  plate  and  leaving  smaller  spaces  between 
the  holes,  which  will  maintain  the  necessary  strength  in  the  parting  bars.  In 
screens  with  small  holes,  other  conditions  exist  which  have  precisely  the  oppo- 
site effect,  namely,  the  plate  is  apt  to  be  as  thick  as  the  hole  is  wide,  and  any 
attempt  to  thicken  the  plate  further  will  necessitate  placing  the  holes  farther 
apart  to  avoid  tearing  the  plate  in  punching,  and  this  would  decrease  the  per- 
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centage  of  opening.    With  cloth  screens  increased  percentage  of  opening  re- 
quires thinner  wire,  whatever  the  net  size  of  hole. 

Table  200,  which  is  a  summary  of  Table  187,  shows  the  variations  in  thick- 
ness of  metal  for  different  sized  holes,  as  found  in  the  mills.  Tables  198  and 
201  show  manufacturers'  figures.  An  inspection  of  these  tables  shows  that  with 
plate  the  metal  for  fine  screens  is  about  one-half  to  three-fourths  as  thick  as  the 
diame*ter  of  the  holes,  and  for  coarse  screens  about  one-fourth  to  one-third  as 
thick ;  with  cloth  the  metal  has  to  be  somewhat  thicker  than  with  plate,  especially 
for  fine  screens. 


TAraJB 

200. — RELATION  OF  THI0KNE8S  OF  PLATES  AND  WIRES  TO  DIAMETERS  OF 
HOLES   AS   FOUND   IN   THE   MILLS. 

Diameter 
of  Hole. 

ThlckiMMot  Plate. 

Diameter  of 
wife. 

of  Hole. 

ThiokneH  of  Plate. 

Diairuterof 
Wire. 

Mm. 

Mm. 

Mm. 
0.9 
0.9 

Mm. 

7.0 

8.0 

8.8 

8.5 

9.0 

9.6 

10.0 

10.8 

11.1 

18.0 

18.4 

18.7 

15.0 

16.9 

16.0 

80.0 

88.8 

85.0 

86.4 

81.8 

88.1 

40.0 

Mm. 
8.1-8.4-4.8-1.8 
4.8 

8.4-8.4 
6.8 

4.8-4.8.4.8 
6.6-6.6 

8.8-8.8-8.S4i.8-6.4 
4.8 
4.8 

4.8-4.6 
4.8 

4.8-4.8-6.4 
8.4-7.6.S.0 
6.4-6.4 
4.6-4.64.6 
8.4-18.7 
8.0-8.0 
6.8-0.6 
6.4-6.4-6.4 
18.7 
6.4 
6.8 

Mm. 

1.96 

0.9 

1.8 
1.7-1.7-1.7.1.7 

l.W. 8-1 .4-1 .7-1 .7-1 .7 

8.1-48.1 

1.7 
1.8-1.7-8.1 

8.4 

8.1-8.8-8.8 

1.7-8.1-8.1-8.1-8.1-8.8 

1.7-3.4-8.4 

1.0 
8.9.8.6-8.8 

88 
8.0^.4 

8.7 

8.4 
1.7-J.l^.S^.S4.4-8.4-8.4-8.4 

iis-i'.s 

8.»-S.4-8.4 

8.8 

TABLE    201. — RELATION    OF    THICKNESS    OF    PLATE    TO    DIAMETER    OF    HOLES   IN 
PUNCHED   SCREENS   AS   QUOTED. 


Thickaeai  of  Plate. 

Diameter  of 
Hole. 

ThickneM  of  Piatei 

Diameter  of 
Hole. 

Rittiager.  (a) 

FnuMn-ftChal. 
mere.  (6) 

Ritjdnser.  (a) 

FnuMn-ftChal. 

Mm. 
0.86 

Mm. 
0.60 

Mm. 

Mm. 
5.6 
8.0 
15.0 
16.0 
88.0 
88.6 
85.0 
85.4 

Mm. 
8.00 

Mm. 

0.75 

0.467 
0.560 
0.889 

4.750 

1.0 

0.76 

6.850 

1.86 

8.75 

6.S60 

1.4 

1.00 

i.TO 

6.860 

1.6 

1.845 
1.661 
8.709 
8.404 

8.00 

8.0 

6.8.X) 

4.0 

7.as 

5.6 

(a)  "Aufbereituagskunde/'  page  880.  He  giTO-i  these  flflrures  as  good  practioe  in  1866.  (d)  Oatalogoe  Sa 
T,  p.  7.    These  are  the  maximum  adTlaable  tiiickDes<ies  in  1900. 

§  290.  Difficulties  of  Screening. — ^The  ideal  condition  for  screening  would 
be  to  have  the  ore  spread  over  the  screen  so  that  no  two  grains  ever  touched 
each  other,  but  of  course  this  cannot  be  attained  in  practice.  The  more  crowd- 
ing there  is  the  harder  it  is  for  a  grain  that  belongs  in  the  undersize  to  pass 
through  the  holes.  Of  two  similar  screens  receiving  the  same  quantity  of  ore, 
the  crowding  and  the  difficulty  of  screening  will  be  greater  in  the  one  where 
the  feed  contains  the  larger  percentage  of  oversize.  Another  important  ele- 
ment lies  in  the  percentage  of  grains  that  are  of  about  the  diameter  of  the 
screen  holes.  The  difficulty  of  screening  increases  with  this  percentage,  both 
because  the  undersize  grains  of  this  class  are  apt  to  go  into  the  oversize,  and 
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because  grains  of  this  class  tend  to  blind  the  screen  holes  and  so  prevent  the 
finer  material  passing  through. 

The  reasons  that  fine  screening  is  more  difficult  than  coarse  are  that  the  feed 
to  fine  screens  contains  a  much  larger  percentage  of  oversize  and  also  a  much 
larger  percentage  of  grains  that  are  about  the  size  of  the  screen  holes.  Jarring 
is  sometimes  used  to  prevent  blinding ;  for  example,  the  No.  1  trommel  in  Mill 
18  has  three  strap-iron  bands  to  which  cams  are  attached.  The  cams  on  each 
strap  raise  a  pivoted  hammer  which  falls  by  gravity  and  clears  the  screen* 
There  are  four  cams  in  the  first  set,  with  lifts  of  3^  inches ;  and  five  cams  in. 
each  of  the  other  sets,  with  lifts  of  3  and  2^  inches  respectively.  Each  ham* 
mer  weighs  7  pounds. 

At  Mill  40,  tailings  from  jigs  whose  feed  had  been  through  3-mm.  round 
holes  and  from  jigs  whose  feed  had  been  through  2.5-mm.  round  holes  (the 
finest  portions  having  been  removed  by  classifiers  before  going  to  the  jigs) 
were  sent  to  a  trommel  with  1-mm.  round  holes.  The  screen  soon  blinded,  and 
all  efforts  to  keep  the  holes  clear,  either  by  water  jets  or  by  automatic  jarring,, 
proved  impracticable.  The  cause  of  the  trouble  probably  was  that  the  feed  con- 
tained a  very  large  percentage  of  grains  of  nearly  the  same  diameter  as  the  holes. 

The  removal  of  slimes  by  classifiers  previous  to  the  finest  screen  sizing  is. 
sometimes  practiced  in  order  to  prevent  them  from  going  into  the  oversize* 
For  example,  at  Anmieberg,  Sweden,  ore  that  has  been  through  2.5-mm.  screea 
holes  is  freed  from  slimes  in  a  hydraulic  classifier  before  going  to  a  trommel 
having  1,  1.25,  1.5  and  2  mm.  holes.*  At  Clausthal  the  ore  through  4.2-mm. 
screen  holes  goes  to  a  box  classifier,  the  spigot  of  which  is  further  screened 
on  3.5,  2  and  1  mm.  screens,  f 

In  regard  to  the  blinding  of  fine  screens,  it  should  be  said  that  a  flaring  hole 
with  the  narrow  part  upward  blinds  less  than  a  cylindrical  hole;  that  a  thin 
plate  screen  blinds  less  than  a  thick  one;  a  slotted  hole  blinds  less  than  a  round 
one;  and,  finally,  a  screen  immersed  in  two  or  three  inches  of  water  blinds  less 
than  one  that  is  simply  sprayed  with  water.  Edison  has  found  (see  United 
States  Patent  648,934,  dated  May  8,  1900),  that  in  dry  screening  the  clogging 
of  fine  screens  can  be  prevented  by  passing  a  large  quantity  of  coarse  material 
over  the  screen  with  the  fine.  On  his  inclined  slotted  screens  with  slots  0.004 
inch  wide  about  90%  of  the  whole  load  should  be  coarse,  the  largest  particles 
being  preferably  about  |-inch  diameter.  With  0.009-inch  slots,  70%  should  be 
coarse;  and  with  0.012-inch  slots,  63%  should  be  coarse. 

For  special  difficulties  with  tronunels  see  §  293. 

The  Action  of  Teommels. 

In  order  to  fully  understand  the  operation  of  trommels,  we  will  now  consider 
the  relations  of  their  slope,  diameter  and  speed  of  revolution. 

§  291.  Effect  of  Centrifugal  Force. — ^The  increase  in  centrifugal  force 
as  the  speed  of  revolution  increases,  and  the  effect  of  this  increase,  may  be 
shown  as  follows: 
In  Fig.  230  let 

tr=weight  of  an  ore  particle. 
c=centrifugal  force. 

/=natural  angle  of  friction=angle  between  a  horizontal  and  the 
tangent  to  the  circle  at  the  point  where  the  ore  slides,  with 
gravity  acting  alone. 
t=increase  of  f  due  to  c. 

•  Am.  hut.  Min.  Eng.,  Vol.  ZZTV.,  p.  aH  """^ 

t  Bwg.  «.  HUtUnweaen  du  Oberhartett  (Stuttgart,  1806),  p.  888. 
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v=peripheral  velocity  of  the  trommel  in  feet  per  second. 
r=radius  of  the  trommel  in  feet. 
y=acceleration  due  to  gravity=32.16  feet  per  second. 
«=8liding  angle  due  to  g  and  c  combined,  which,  from  the  similarity 
of  triangles,  is  equal  to  f+i. 
Now  since  the  sides  of  a  triangle  are  proportional  to  the  sines  of  their  oppo- 
site angles, 
c      Bin  %       c 
— =— : — ^OT  —  sin  /=sin  i;  and  substituting,  in  this  formula,  the  value  for 

centrifugal  force,  c= — ,  we  get sin  /  =  sin  i,   which  by  cancellation, 

gives  the  required  formula,  —  sin /= sin  t,  which  shows  the  increase  in  the 

angle  of  friction  due  to  centrifugal  force.  Table  202  has  been  calculated  by 
the  use  of  this  formula,  assuming  that  /=35^.  When  the  sliding  angle  is 
90**  greater  than  the  angle  of  friction  due  to  gravity  alone  (90**+35**=125**), 
a  paiiide  of  ore  will  be  carried  completely  around  the  trommel. 


TABLE  202. — INCBEASE  IN  THE  ANGLE  OF  FBICTION,  DUE  TO  THE   CENTRIFUGAL 

FOBCE  OF  A  TfiOMMEL,  ASSUMING  35 "^   A3  THE  ANGLE  OF  FRICTION 

WHEN   THERE   IS   NO   CENTRIFUGAL   FORCE. 


i 

Trommel  80  Inches 
Diameter. 

Trommel  36  Inches 

Trommel  48  Inches 
Diameter. 

Trommel  72  Inches 
Diameter. 

Trommel  96  InchM 
Diameter. 

jl 

OeatHf- 

uflnU  Force 

Divided  by 

Force  of 

Gravity. 

SUdliig 
Angle. 

Geatrif- 

ugal  Force 

Nyided  by 

Force  of 

Gravity. 

Sliding 
Angle. 

Centrif- 
ugal Force 
Divided  by 
Force  of 
Gravity. 

Sliding 
Angle. 

Centrif- 
ugal Force 
Divided  by 

Gravity. 

Slidlnff 

Centrif- 
ugal Force 
Divided  by 
Force  of 
Gravity. 

SUding 
Ani? 

8 
10 
li 
16 
16 
17 
18 
19 
90 
9B 
97.1 

0.08 
0.04 
0.06 
0.10 
0.11 
0.19 
0.14 
0.16 
0.17 
0.97 

85»64' 
86o;J4' 
87*  r 
S8»  9 
88»86' 
SO- 8' 

40«»  4 
40«87' 
4a«47' 

0.08 
0.05 

o.or 

0.19 
0.18 
0.16 
0.17 
0.18 
0.90 
O.Si 

86«  6' 

86»41' 
87^' 
88»47' 
80»18' 
89»68' 
40»97' 
41«'05' 
41«44' 
46«84' 

0.04 
0.07 
0.10 
0.16 
0.17 
0.90 
0.99 
0.96 
0.S7 
0.48 

86'»98' 
87»16' 
88014' 
40*  8' 
40«45 
41*80' 
42»17' 
4*»07' 
44»  (y 
49»or 

o.or 

0.10 
0.16 
0.98 
0.96 
0.80 
0.88 
0.87 
0.41 
0.64 

87»0»' 
88»28' 
89»61' 
49«85' 
48«88' 
44'»4C' 
46«»57' 
47«J4' 
48«34' 
66»31' 

0.00 
0.14 
0.90 
0.81 
0.85 
0.89 
0.44 
0.49 
0.55 
0.86 
1.00 
1.88 

1.74 

8r»5S' 
90^ 

41*88' 
45W 

46»ar 

48O04' 
49-41' 
61'M' 
6yi4' 
64»16' 
70*  V 

80.0 
31.8 

0.88 

4r»48' 

0.46 

SOMy 

0.61 

56»8r' 

0.98 
1.00 

66»58' 
70«  0' 

TTW 

88.4 

.*;.'!!!;!!!!! 

90*  O' 

85  8 

185*  O' 

87.4 



,,,, 

1.48 

w^'v 

88  8 

1.00 
1.00 

70«  «»' 

40  0 

0.68 

68*  8^ 

0.89 

ost^sy 

i.64 
1.74 

104«51' 

41  8 

44  9 

1.00 

70*  0* 

45.8 

1.48 

w»  v 

48  4 

1.00 

70«0' 

60.0 

1.74 

las*  0' 

69  8 



1.48 

90»  O' 

S7.0 

1.48 

90»  0* 



68  4 

1.74 

la*  0* 

64.0 

""i!74'*" 

196»  0* 

Fig.  231  shows  graphically,  for  a  36-inch  trommel,  the  rapid  increase  of 
centrifugal  force  due  to  increase  of  revolutions;  and  also  the  different  heights 
to  which  the  ore  will  be  carried.  W,  C  and  R  represent  the  magnitude  respec- 
tively of  the  force  of  gravity  (weight),  the  centrifugal  force  and  the  resultant 
force;  and  also  their  respective  directions. 

§  292.  Eate  of  Travel  of  the  Ore. — The  rate  at  which  ore  passes  through 
a  trommel  depends  on  the  slope  of  the  trommel  and  the  speed  of  revolution.  As 
the  trommel  revolves,  the  ore  fragment  is  carried  upward  to  a  point  where  the 
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line  of  steepest  decliyity  makes  an  angle  with  a  horizontal  plane  equal  to  the 
angle  of  friction  of  the  ore. 

The  pitch  angle  of  the  helical  path  that  a  free  particle  of  ore  will  follow  over 
the  surface  of  the  trommel,  may  be  calculated  as  follows:  In  Fig.  232  let  the 
angle  s  between  the  plane  P,  and  the  horizontal  plane  be  the  angle  at  which 


FIQ.   230. 


«0.    231. — OENTRIPUGAL   FORCE   IN   A   36-INCH 
TROMMEL. 
TF=  weight  of    C==centrifugal  force, 
ore  partioles.     22=re8ultant. 


FIO.  232. 


the  ore  slides.  Let  the  line  d  be  a  line  of  steepest  declivitv  in  the  plane  P. 
Let  the  line  e  represent  an  element  of  the  cylindrical  surface  of  a  trommel. 
Let  <  he  a  tangent  to  the  cylinder  in  a  plane  of  revolution  of  the  trommel,  and 
in  the  plane  P.  Let  h  be  the  distance  from  the  point  a  on  the  trommel  to  the 
horizontal  plane,    'fhe  angle  x,  then,  is  the  slope  angle  of  the  trommel,  and 
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the  angle  p  between  d  and  i  is  the  pitch  angle,  and  is  the  same  as  the  angle 
between  e  and  y.    Then: 


3= sin  «,  hence  d  =— ^ 
sm  8 


A      .        ,  A 

-  =  8ma?,  hence  «=-: 

6  sm  ^. 

A 


TT  (2      sm  «       Sin  a; 

Hence,  sm  »=-= — i; =-: 

^     e        A  sm  « 


sm  OP 


which  gives  the  value  of  the  required  pitch  angle.  If  the  axis  of  a  cylindrical 
trommel  is  horizontal,  the  pitch  angle  is  0^  and  the  ore  will  not  move  in  an 
axial  direction.  If  the  slope  of  the  axis  is  the  same  as  the  angle  at  which  the 
ore  slides,  the  pitch  angle  is  90^  and  the  ore  will  pass  out  of  tiie  trommel  along 
an  element  of  the  cylinder  when  the  trommel  is  still. 

Tables  203a  and  2036  give  the  rotations  made,  and  also  the  helical  distances 
traveled  by  an  ore  particle  to  get  through  a  trommel  under  varying  condi- 
tions of  diameter,  slope,  revolution  and  lengthy  as  computed  from  the  formula 

sin  2 
sin  ^=--7- —  and  from  simple  equations  depending  on  this  formula. 


TABLE  203a. — ^ROTATIONS  OF  TBOMMBLS  TO  DELIVBB  A  OHAIN  OP  OVBBSIZB,  AND 
THB  HELICAL  DISTANCE  TRAVELED  BY  THE  QBAIN. 

Abbreviatioiui.— Oeg.sdegreee;  In.  s  inches. 


18  Berolutioos  a  Minute. 

SUdlag  Angle,  88*  aS'. 

Sliding  Angle,  ao^ay. 

8UdingAngle,40*8r. 

Botationeto 

Helical  Dis- 

Rotations to 

Helical  DiB. 

Botadonsto 

ReUcalDfs- 

8ioi»or 

DeUTera 

tance  TraT- 

Deliver  a 

tanoe  Trav- 

Deiivera 

taaceTniT- 

TrommeL 

Grain  of 

eledby  a 

Grain  of 

eled  bya 

Grain  of 

Gralnw^ 

OMmK 

Oreraiie 

Oram  wlien 

PIfAk 

Oversiie 

Grain  when 

Pitch 

Overriie 

^Efr*<«^ 

whenLength 
of  Ttoounel 

Length  of 
Trammel 

Angle. 

WhenLength 
of  Trommel 

Length  of 
Trammel 

Angle. 

WhenLength 
of  Trommel 

Length  of 

Trammel 

is 

is 

is 

is 

is 

is 

D»g. 

In.per 
FoS. 

00  In,  78  In. 

00  In. 

78  In. 

00  In. 

78  In. 

00  In. 

78  In. 

00  In. 

78  In. 

00  In. 

78lD. 

In. 

In. 

In. 

In. 

Tn. 

In, 

•• 

ff 

s-iy 

11.80   18.« 

1,078 

1,886 

W» 

11  .OG 

18.98 

1,006 

1,814 

8^' 

11.80 

14.88 

1,119 

1,848 

f^W 

1  + 

4«01' 

8.08    10.8Q 

868 

1,080 

o^ec 

8.97 

11.18 

876 

1,061 

8»61' 

0.46 

11.86 

880 

1,074 

^W 

~ 

o^sr 

6.47     7.77 

018 

786 

6*80' 

0.01 

7.08 

m 

761 

6»98' 

O.70 

8.11 

040 

TOR 

•• 

r+ 

e-HW 

4.61     6.41 

489 

616 

7»68' 

4.01 

6.68 

43» 

680 

7*i» 

4.71 

6.00 

448 

fan 

f 

IH-^ 

WW 

8.8Q     8.88 

807 

866 

ll'OS' 

8.97 

8.98 

814 

876 

10»47' 

8.84 

4.01 

881 

aRR 

9<«K 

a 

15««1' 

9.88     8.78 

887 

978 

16-01' 

9.87 

9.86 

888 

878 

14»41' 

8.48 

8.91 

987 

984 

14* 

8 

SBK^W 

1.61     1.68 

166 

180 

88»90' 

1.66 

1.80 

168 

180 

n^w 

1.80 

1.91 

101 

194 

Trommel  80  Inches  Diameter. 

10  Beralntions  a  Minute. 

80  Bevohitiona  a  Mianta 

Sliding  An«^80«  18". 

SUding  Angle,  40*  97'. 

SUding  Angle,  41*  44'. 

8* 

?fh 

S-OO* 

9.04 

11.60 

1,069 

1,806 

8^16' 

9.86 

11.88 

1,116 

1,888 

a-o* 

10.19 

18.16 

1,144 

1,878 

8*80' 

?+ 

8»57' 

7.08 

9.81 

871 

1,046 

8*51' 

7.87 

9.45 

802 

1,071 

8«45 

8.09 

9.70 

910 

1,099 

t'W 

i  LL 

W^ 

6.48 

0.67 

088 

747 

6«»94' 

6.01 

6.74 

088 

766 

6«16' 

6.70 

6.91 

064 

786 

6» 

1   + 

T»W 

8.89 

4.58 

480 

688 

r»48' 

8.91 

4.70 

447 

886 

7*81' 

4.08 

4.88 

48R 

6R0 

!• 

14-^ 

ll'OO' 

8.71 

8.96 

811 

874 

10-50' 

9.77 

8.88 

819 

888 

10»83' 

8.86 

8.48 

888 

888 

O-SO* 

9 

16»00' 

1.97 

8.80 

8S0 

870 

14«44' 

9.09 

8.48 

988 

888 

14«81' 

9.07 

8.49 

849 

8W 

W 

8 

a8»87' 

1.88 

1.54 

167 

189 

81»64' 

1.88 

1.66 

101 

108 

8in9' 

1.86 

1.08 

106 

198 
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TABLE  2036. — ^BOTATIONS  OF  TROMMELS  TO  DBLIVEB  A  GRAIN  OF  OVERSIZE^  AND 
THE  HELICAL  DISTANCE  TRAVELED  BY  THE  GRAIN. 

Trommel  48  luchee  Diameter. 


T^ooimel 

ntdi 

Angle. 

BotaUonstoDeUTer 

a  Grain  of  Overaise 

wlien  LenRth  of 

Thxmmelia 

Helical  DiBtanoe 

Traveled  by  a  Grain 

when  Length  is 

Pitch 
Angle. 

Kotatlonfl  to  Deliver 

a  Grain  of  Overaixe 

when  Length  of 

Trouimdis 

Helloal  Distance 

Traveled  by  a  Grain 

when  Length  Is 

Decreee. 

00  In. 

72  In. 

80  In. 

78  In. 

60  In. 

78  In. 

60  In. 

78  In. 

••80' 

14*  C 

8»or 
7»4r 

10»65' 
WfiJT 

7.88 
6.88 
4.18 
8.91 
8.06 
1.60 
O.W 

8.79 
7.08 
6.01 
8.49 
8.48 
1.80 
1.18 

1,106 
686 
688 
448 
817 
884 
160 

1,886 

681 
880 
861 

ifta 

8«>01' 
8-47' 
6»17' 
7^84' 
10^86' 
14*86' 

81  •ae' 

7.64 
6.06 
4.80 
8.00 
8.18 
1.66 
1.01 

9.06 
7.88 
6.16 
8.60 
8.66 
1.86 
1.88 

1,189 
911 
661 
466 

8S6 
841 
164 

1,866 

781 
647 
891 
889 

ivr 

Trommel  78  Inches  Diameter. 


18  Revoltttions  a  Uinute.     SUding  Angle,  89*  61'. 

9^<y 

8*07' 

4.86 

6.84 

1,1(B 

i,sn 

V^^Sl* 

6.14 

6.16 

1,164 

1,896 

2nfy 

8*54' 

8.89 

4.67 

861 

1,0S6 

8»48' 

4.11 

4.98 

981 

1117 

vw 

e^ay 

8.77 

8.88 

680 

756 

6^11' 

8.06 

8.61 

606 

796 

B»0' 

7»49' 

1.98 

8.38 

441 

689 

7«»84' 

8.04 

8.46 

466 

669 

!•  0' 

10066' 

1.87 

1.64 

816 

879 

10»88' 

1.46 

1.74 

8S8 

400 

^•ao' 

U*W 

1.00 

1.19 

888 

880 

14«»07" 

1.06 

1.87 

9M 

806 

14*  0' 

88"ir 

0.66 

0.78 

169 

191 

ao-sr 

0.69 

0.88 

168 

801 

Trommel  96  Inches  Diameter. 


19  Revolutions  a  Minute.    SUding  Angle,  41*  88^ 

a-c 

9*W 

8.« 

4.84 

1,008 

1,818 

8»01' 

8.77 

4.68 

1,189 

l,8e6 

^nff 

V'W 

8.99 

8.47 

876 

1,060 

8»47' 

8.01 

8.68 

911 

1008 

t^w 

6*S1' 

8.06 

8.48 

686 

780 

6»ir 

8.16 

9.66 

661 

781 

v^ty 

7«W 

1.44 

1.78 

488 

686 

7»84' 

1.60 

1.80 

466 

647 

r»  0' 

n«o» 

1.08 

1.88 

818 

876 

\^W 

1.06 

1.87 

886 

891 

9»W 

i6*oe' 

0.74 

089 

881 

877 

W86' 

0.77 

0.98 

841 

889 

14*  v 

^•sy 

0.48 

0.68 

168 

189 

81*86' 

0.61 

0.61 

164 

197 

Effect  of  Slope. — ^This  may  be  stated  in  two  ways:  Other  things  being 
equal,  with  the  same  depth  of  bank  increase  of  slope  increases  enormously  the 
conveying  power  of  the  trommel ;  or  we  may  say  that  for  the  same  quantity  of 
ore,  with  the  steeper  slope,  the  bank  will  be  much  thinner,  and  hence  the  screen- 
ing much  better.  These  facts,  for  a  trommel  36  inches  in  diameter,  72  inches 
long,  revolving  20  times  per  minute,  are  shown  in  Tables  204  and  205.  It 
shoi^d  be  stated  that  where  such  thin  banks  as  ^  inch  thick  are  given,  it  simply 
means  that  that,  is  the  average  depth  of  continuous  layers  that  would  equal  in 
weight  tiie  sum  of  the  scattered  ore  fragments.  These  tables  are  based  on 
Table  203(k 

TABLE  204.— capacity  IN  24  HOURS  OF  A  TROMMEL  36   INCHES  DIAMETER,   72 

INCHES  LONG,  REVOLVING  20  TIMES  A  MINUTE,  FOR  GIVEN  DEPTHS  OF 

BANK,  AND  AT  DIFFERENT  SLOPES;  ASSUMING  THAT   1   CUBIC 

FOOT  OF  BROKEN  ORB   WEIGHS   94   POUNDS. 


Slope  oC  T^wimnflli 

Ore  Bank  K<nI>eeP- 
Trommel  Contains 

Ore  Bank  Uln.  Deep. 
Trommel  Contains 

Ore  Bank  1  in.  Deep 
Trommel  Contains 

Ore  Bank  8  in.  Deep. 
Trommel  Containii 

8.91FoandflofOre 

11.08  Pounds  of  Ore 

81 .06  Pounds  of  Ore 

87. 14  Pounds  of  Ore 

at  any  time,  (a) 

at  any  time,  (a) 

at  any  time,  (a) 

at  any  time,  (a) 

Decrees. 

In.perFbot 

4.6  tons. 

18.1  tonft 

86.8  tons. 

108.8  tons. 

8*80' 

£  pU 

6.Rton8. 

16.4  tons. 

46.1  tons. 

189.4  tons. 

8*80' 

A  ;_ 

8.1  tons. 

88.0  tons. 

64.7  tons. 

181.6  tons. 

9* 

1    + 

11 .7  tons. 

88.0  tons. 

98.8  tons. 

960.8  tons. 

70 

IH^ 

16.5  tons. 

46.4  tons. 

1710.8  tons. 

866.9  tons. 

9*80' 

i^ 

88.6  tons. 

68.8  toes. 

179.6  tons. 

606.9  tons. 

14* 

8 

84.5  tons. 

97.4  tons. 

874.4  tons. 

769.8  tons. 

(a)  Including  the  undersize. 
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TABLE  205. — ^THICKNESS  OF  BANK  AND  WEIGHT  OF  ORE  IK  TROMMELS  30  AND  36 

INCHES  DLUCETBR^   72  INCHES  LONO>  REVOLYINO  20  TIKES  A  MINUTE, 

WITH  DIFFERENT  RATES  OF  FEED  AND  AT  DIFFERENT  SLOPES; 

ASSUMING   THAT    1    CUBIC    FOOT   OF    BROKEN    ORE 

WEIGHS  94  POUNDS. 

AbbreTlatioos.~Des.adegreeB;  Ftsfoot;  In.alncfaes;  p.sper. 


Trommel  80  Inches  Diameter,  79  Inches  Long. 

Slope  of 
Ttommel. 

100  Tons  Screened 
In  94  Hours. 

196  Tons  Screened 
in  94  Hours. 

160  Tons  Screened 
in  94  Hours. 

in  94  Hours. 

SOOTtosScreeDsd 
inMHonrsL 

Denth 
of  Ore 
Bank. 

Ore  In 

Trommel 

atanv 

time,  (a) 

Bank. 

Ore  in 
Trommel 

atanv 
time,  (a) 

Drath 
of  Ore 
Bank. 

Ore  in 
Trommel 

at  any 
time,  (a) 

of  Ore 
Bank. 

Ore  in 
Trommel 

at  any 
time,  (a) 

5^ 

Bank. 

Ore  in 
Trommel 

ataar 
timMa) 

7» 

In.p.Ft. 
8 

Inohes. 
9.81 
1.00 
1.60 
1.95 
0.06 
0.70 
0.60 

Pounds. 
06.8 
70.0 
66.8 
80.8 
97.8 
90.9 
18.8 

Inches. 
9.60 
9.81 
1.86 
1.46 
1.16 
0.08 
0.60 

Pounds. 
198.6 
06.8 
70.4 
40.1 
84.8 
96.8 
16.6 

Inches. 
8.06 
9.61 
9.08 
1.64 
1.80 
1.04 
0.78 

Pounds. 
148.9 

116.6 
84.6 
68.0 
41.7 
80.8 
10.0 

Inches. 
8.78 
8.90 
9.68 
1.00 
1.68 
1.97 
0.05 

Pounds. 
107.7 
168.1 
119.7 

78.6 

66.7 

40.4 

96.6 

Inches. 

Pounds. 

4.08 
4.98 
8.86 
9.60 
9.OT 
1.67 
1.96 

S96.5 

887.1 

169.0 

117.0 

88.6 

60.6 

W.8 

Trommel  86  Inohes  Diameter,  79  Inches  Long. 


9» 

9fH 

1.06 

84.4 

9.98 

106.6 

9.68 

196.6 

8.19 

168.7 

4.19 

9B8.1 

9»80' 

4- 

1.60 

67.4 

1.06 

84.9 

9.91 

101.0 

9.00 

184.7 

8.68 

909.1 

8»80' 

i   - 

1.86 

48.0 

1.67 

60.0 

1.76 

79.0 

9.14 

06.0 

9.81 

144.0 

6« 

1  + 

1.06 

88.6 

1.98 

41.8 

1.80 

60.9 

1.68 

66.0 

9.90 

100.4 

7« 

i«- 

0.88 

98.7 

0.07 

90.7 

1.10 

85.6 

1.83 

47.6 

l.'n 

71.9 

0-80' 

9 

0.68 

17.8 

0.78 

91.6 

0.88 

95.0 

1.07 

84.6 

1.49 

51.9 

14- 

8 

0.61 

11.8 

0.58 

14.1 

0.66 

17.0 

0.80 

98.7 

1.06 

S4.0 

(a)  Including  the  undersise. 

The  Effect  of  Length  and  Slope  Combined. — Table  206  shows  relative 
weights  of  ore  conveyed  by  trommels  with  equal  depths  of  bank  in  any  given 
time.  These  quantities  are  calculated  on  the  basis  that  36-inch,  48-inch,  72^inch 
and  96-inch  trommels  contain  respectively  1.1,  1.27,  1.56  and  1.80  times  as 
much  ore  at  any  given  moment  as  a  30-inch  trommel  of  the  same  length.  These 
figures  are  practically  true  for  banks  varying  from  \  inch  to  2  inches  in  depth. 
The  greatest  error  in  the  table  is  0.8%.  To  eliminate  this  slight  error  would 
require  a  separate  table  for  each  depth.  Table  207  shows,  for  the  same  diame- 
ters and  slopes  as  in  Table  206,  the  relative  lengths  that  will  give  the  same 
length  of  helical  path  in  all  cases;  equal  lengths  of  path  being  necessary  to 
yield  the  same  quality  of  screening,  provided  there  is  the  same  depth  of  bank 
m  each  case.  Both  of  these  tables  are  based  on  Tables  203a  and  2036.  Two 
examples  of  their  use  follow :  If  the  maximum  capacity  of  a  trommel  96  inches 
in  diameter,  sloping  14^,  revolving  12  times  per  minute,  is  called  100  units  of 


TABLE  206. — relative  WEIGHTS  CONVEYED  BY  TROMMELS  WVtK  ORB  BANKS  OF 
ANY   DEFINITE   DEPTH   UP  TO   2   INCHES. 


Trommel  80  Inches 

Trommel  86  Inohes 

Trommel  48 

Trommel  72 

Trommel  96 

Slope  of 
TnmuneL 

Diameter. 

Diameter. 

Inches  Diameter 

Inches  Dismeter 

Inches  Diameter 

Reyolutlotts  per  Minute. 

Revolutions  per 
Minute. 

Revolutions  per 
Alinute. 

ReTo1utt<ms  per 
Minute. 

Revolutions  per 
Minute. 

DeK. 

Inches 
per  Ft 

10 

18 

20 

16 

18 

20 

15 

17 

19 

15 

10 

12 

••(V 

M+ 

S.8 

8.7 

4.0 

4.8 

4.8 

6.1 

6.1 

6.8 

9.1 

10.7 

11.7 

18.5 

2*80' 

if- 

4.2 

4.6 

6.0 

6.4 

6.9 

6.4 

7.7 

8.5 

11.4 

18.4 

14.7 

16.9 

8*8(K 

ijl 

6.8 

6.4 

7.0 

7.6 

8.8 

9.0 

10.8 

11.9 

15.9 

18.8 

20.6 

23.7 

6»  C 

1^*+ 

8.4 

9.2 

10.0 

10.9 

12.0 

12.0 

16.5 

17.0 

22.9 

27.1 

29.5 

84.0 

70  fy 

1^ 

11.8 

18.0 

14.1 

15.4 

16.0 

18.2 

21.8 

28.9 

82.2 

88.1 

41.7 

48.1 

••ac 

2^^ 

16.8 

17.2 

10.4 

21.1 

23.2 

26.1 

80.0 

82.9 

44.2 

02.6 

67.4 

66.2 

M'cy 

8 

26.0 

27.4 

29.7 

82.5 

86.5 

88.2 

46.9 

60.5 

67.9 

80.0 

88.5 

100.0 
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TABLE  207. — ^RELATIVE  LENGTHS  OF  TROMMELS  NBGESSABY  FOB  THE  CAPACITIES 

OHTEK   IN   TABLE   206. 


ffiopeof 

Tronunei  80  loohes 
Diameter. 

Trommel  86  Inches 
Diameter. 

Trommel  48 
Inches  Diameter 

Trommel  78 
Inches  Diameter 

TronmielW 
inches  Diameter 

^ommeL 

BeTolutions  per 
Minute. 

ReTOltttiotts  per 
Minute. 

Minute. 

Minute. 

!>««. 

Inches 
per  Ft. 

16 

18 

-  1 

16 

18 

-i 

16 

17 

19 

16 

10           18 

Belative  Lengths  ol  Trommels. 


«•  c 

M 

H- 

14.6 

14.8 

18.0 

14.9 

18.0 

18.6 

14.0 

18.6 

14.1 

18.8 

14.9 

18.6 

««w 

\ 

[£ 

18.1 

17.7 

17.8 

17.8 

17.4 

16.9 

17.6 

17.0 

17.6 

16.6 

17.7 

17.0 

8*80' 

> 

95.8 

84.8 

94.9 

94.0 

94.8 

98.7 

84.5 

98.8 

94.6 

93.8 

94.8 

83.8 

5»  C 

1   + 

86.1 

86.4 

84.6 

85.6 

84.7 

88.8 

85.0 

84.0 

85.1 

88.8 

85.4 

84.0 

T»  V 

^^ 

60.5 

40.4 

48.8 

488 

48.6 

47.8 

48.0 

47.6 

40.1 

46.5 

40.5 

47.6 

VW 

8 

C8.8 

60.8 

65.4 

67.4 

65.7 

64.0 

66.9 

64.8 

66.6 

68.0 

87.1 

64.8 

14»0' 

8 

100.0 

98.1 

06.8 

06.7 

06.8 

04.0 

06.0 

04.5 

07.6 

08.8 

08.1 

04.6 

weight,  the  same  quality  of  screening  will  be  done  by  a  trommel  36  inches  in 
diameter  with  the  same  slope,  revolying  20  times  per  minute,  with  a  capacity 
of  38.2  units  of  weight,  and  the  relative  lengths  would  be  94.5  and  94.0,  that  is 
to  say,  practically  the  same  length.  If,  on  the  other  hand,  the  36-inch  trommel 
had  sloped  5**  instead  of  14**,  the  capacity  would  be  only  12.9  units  of  weight, 
but  the  necessary  length  would  be  reduced  to  33.8.  The  capacity  is  reduced 
more  than  the  length.  In  like  manner  a  great  variety  of  conditions  may  be 
compared.  Capacity  cannot  be  much  increased,  however,  by  increasing  length 
without  increasing  dope  also.  For  example,  if  a  trommel  5  feet  long  is  screen- 
ing well  to  its  full  capacity,  and  it  is  attempted  to  double  the  capacity  by  dou- 
bling the  length,  the  first  6  feet  will  be  overcrowded  and  screening  poorly,  and 
the  second  5  feet  will  also  be  overcrowded  and  screening  poorly ;  but  by  doubling 
the  length  and  at  the  same  time  increasing  the  slope,  the  capacity  can  be  doubled 
(see  Tables  206  and  207).  If,  however,  there  is  not  enough  fall  to  permit  an 
increase  of  either  length  or  slope,  the  2  five-foot  lengths  may  be  placed  side 
by  side  and  the  ore  divided  between  them. 

Practically,  the  mill  man  aims,  as  a  rule,  not  at  great  quantity  but  at  good 
quality;  and  when  he  seeks  this  by  the  14**  slope,  he  does  not  try  for  the 
enormous  capacity  that  the  trommel  will  give  if  its  helical  path  is  lengthened  as 
above,  but  rather  for  the  very  much  thinner  bank  that  the  14**  slope  will  give  on 
the  same  quantity,  in  order  to  give  the  greatly  improved  quality  of  screening 
that  will  result  The  thin  bank  does  away  with  the  necessity  of  increasing  the 
length. 

Efpect  of  Speed. — ^Table  206  shows  that  the  capacity  is  noticeably  increased 
with  the  speed  of  revolution.  For  example:  A  36-inch  trommel,  sloping  6**, 
making  16  revolutions  a  minute,  screens  10.9  units  of  weight,  while  if  its  revo- 
lutions be  put  up  to  20,  it  will  screen  12.9  units.  The  increasing  speed,  to  be 
sure,  increases  the  centrifugal  force,  which  tends  to  blind  the  screen,  but  the 
effect  of  this  probably  is  not  serious  for  a  36-inch  trommel  until  we  go  beyond 
20  revolutions  a  minute.     See  Fig.  231  and  §272  (paragraph  on  Revolutions). 

The  Effect  of  Vabyino  the  Diameter. — Tables  206  and  207  show  that, 
with  the  same  number  of  revolutions  and  the  same  slope,  the  capacity  of  a 
36-inch  trommel  is  practically  1.3  times  that  of  a  30-inch  trommel  of  the  same 
length.  The  centrifugal  force,  however,  is  greater  in  the  former,  and  to  make 
a  perfectly  fair  comparison,  the  revolutions  must  be  so  regulated  as  to  make 
the  centrifugal  force  the  same  in  the  two  machines.  The  depth  of  bank  and 
the  quality  of  screening  will  then  be  the  same  in  both  trommels,  and  the  36-inch 
trommel  will  have  practically  1.2  times  the  capacity  of  the  30-inch  trommel; 
that  is  to  say,  the  capacities  of  the  two  are  in  proportion  to  their  diameters. 
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In  fact,  when  the  lengths  and  slopes  are  the  same,  and  the  speeds  are  each  as 
to  make  the  centrifugal  force  the  same,  the  capacities  of  any  two  trommels  are* 
practically  proportional  to  their  diameters,  for  the  depths  of  bank  under  con- 
sideration (2  inches  or  less).  The  helical  distance  traveled  will  be  exactly  the 
same  for  all  diameters  if  the  lengths  and  slopes  are  alike,  so  that  the  wear  on 
screens,  per  ton  of  ore,  will  be  the  same.  The  frequency  of  changing  screens 
will  be  the  same,  but  the  labor  of  changing,  per  ton  of  ore,  will  be  inversely  as 
the  diameters.  It  is  clear  then  that  the  running  expense  of  a  large  diameter 
trommel  is  no  greater  and  may  be  even  less  than  that  of  a  small  one,  per  ton 
of  ore  treated.  On  this  account,  diameters  which  are  much  greater  than  those 
commonly  used  have  been  computed  and  placed  in  the  tables  for  convenience 
of  mill  men  who  may  desire  to  experiment  in  this  direction.  Diameters  equal 
to  the  largest  shown  in  the  tables  are  sometimes  used  for  coal.  It  should  be 
stated  that  the  first  cost  of  trommels  will  increase  somewhat  more  rapidly  than 
the  diameters. 

§293.  Depth  of  Bank  and  Quality  op  Work  depend  mainly  upon  the 
slope  of  the  trommel,  the  rate  of  feeding,  and  the  speed  of  revolution.  If  the 
bank  is  too  deep  good  screening  cannot  be  done,  no  matter  how  long  the  trom- 
mel is.     If  the  bank  is  too  thin,  time  is  wasted. 

At  Laurenburg  a  conical  trommel  having  8-mm.  round  holes  with  28  inches 
large  diameter,  49  inches  perforated  length  and  %^  50'  slope,  has  been  replaced 
by  one  with  64  inches  large  diameter,  26  inches  perforated  length  and  5**  45' 
slope  run  at  6  revolutions  per  minute.^^  The  steeper  slope  and  greater  diame- 
ter have  both  helped  to  diminish  the  depth  of  bank  and  to  improve  screening 
to  an  extent  which  warranted  shortening  the  screen.  The  net  result  was  less 
wear  of  screen  and  less  slimes  from  abrasion  of  the  ore. 

The  importance  of  steeper  slope  and  shorter  length  for  a  given  capacity  does 
not  appear  to  be  perfectly  understood.  The  following  figures  have  oeen  taken 
from  Table  186  to  illustrate  this  point: 


Slope  of  TrooimeL 

Number  of  Trom- 
melB  86  Incbei  to 
50  Inches  Long. 

Number  of 
Trommels  00 

Number  of 
Trommels  79 
Inches  Long. 

Number  of  TVom> 
mels  00  Inches  to 
166  Inches  Long. 

!•  6'    to    S-Sy 
4«  S'    to    4«45' 
6»        to    fS^W 

7 
% 
% 

10 
6 

% 

6 
17 
8 

1 
4 

15 

6 

7*  S'    to   T^IO' 

4 

8"8(K 

^W 

T 

W 

i 

There  are  three  large  entries  in  this  list  which  appear  to  indicate  that  this 
problem  is  bein^  worked  out  by  natural  selection :  25  very  long  trommels  have 
from  !*•  5'  to  3^  65'  slope;  17  six-foot  trommels  have  from  5**  to  5**  55'  slope; 
7  five-foot  trommels  have  9**  30'  slope.  Here,  throwing  out  certain  odd  figures, 
which  may  be  considered  exceptional,  we  have  evidence  that  mill  men  recognize 
that  if  a  gentle  slope  is  to  be  used  the  trommel  must  be  long,  while  if  a  steep 
slope  is  used  it  may  be  short.  If  it  can  be  short,  it  should  be,  in  order  to  pre- 
vent wear  of  screen  and  breakage  of  ore. 

Table  186  shows  that  it  is  not  an  uncommon  practice  to  diminish  the  slope 
and  increase  the  length  as  the  size  of  the  ore  diminishes.  This  is  done  on  the 
basis  that  the  fine  sizes  are  harder  to  screen  and  should  therefore  be  kept  longer 
in  the  screen.  There  seems  no  reason,  however,  why  a  fine  size  should  screen 
more  advantageously  at  a  gentle  angle  than  a  coarse  size.  If,  then,  steep  slopes 
tiiin  the  banks  and  improve  screening  for  coarse  screens,  they  will  also  do  it 
for  fine.    It  is  probable  that  short  screens,  5  feet  long,  with  somewhere  from 
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9^  to  14^  slope,  will  be  found  bo  muo)i  more  efficient  for  screening,  and  so  mnch 
less  ezpensiye,  that  they  will  be  adopted  foY  all  sizes,  coarse  and  fine. 

Tests  of  Mill  Wobk. — ^The  aullior  obtained  samples  of  trommel  products 
from  Mills  22,  28,  30  and  38  in  order,  by  carefully  sizing  them  on  hand  screens, 
to  determine  the  qualily  of  the  work  done  in  the  mills;  and  then,  if  possible, 
to  explain  any  differences  in  the  quality  of  the  work  by  studying  the  various 


TABLE  208. — SIZING  TESTS  OF  TEOMMEL  PRODUCTS   FROM   MILL   22.* 


MfflSittS. 

Throui^  IS  on  6  mm. 

Through  6  on  8  nmi. 

Through  8mm. 

Numlwr  on  Fig.  586. 

1 

9 

4 

CumulatiTe 
F^Rsent. 

Fioroent. 

CumulatiTe 
Peroent. 

Poroont. 

Cumnlatlve 

I^BrO0DCh 

Peroent. 

Tlirauffh  16.0   on  11.9    mm. 
**^  ll.S     "    8.06     •* 

4.0 
84.8 
46.8 
18.6 
1.7 
0.8 
0.1 

4.0 
88.8 
84.1 
97.6 
99.8 
99.6 
99.7 

••          S.Ot    ••    6.61      •* 

9.4 

45.8 
48.6 
9.5 
0.6 
0.8 
0.8 
0.1 

iii 

47.7 

S:? 

99.9 
99.5 
99.7 
99.8 

••          6.61    "    8.94     " 

••          S94    -    9.69     •* 

9.69    "189     •• 

1.89    "    1.49     " 

**          1.49    "    0.915    ^ 

0.8 
90.8 
96.8 
18.5 
14.6 
7.8 
6.1 
1.4 
8.7 
8.9 
0.9 
1.8 
0.9 
1.8 

0.9 
91.0 
47.8 
61.8 
7B.9 

M          0.945  **    0.067    ** 

«7 

**          0.697  **    0.498    ** 

.,,,,,. 

88.8 

•*          0.498  **    0.871    *' 

Sois 

••          0.871  "    0.970    •• 

98.9 

•*          0.170  "    0  158    ** 

,,,,, 

96.1 

•          0.158'*    0.119    - 
••          0.119  ••    0.078    •• 



S:S 

**          0.078  **    0.009    ** 

96.4 

FinoB.  ■.•«•*.. 

04 

0.8 

Tbtal 

100.1      1 

100.1 

99.7 

•  The  signiflcanoe  of  tbo  oolomns  headed  ''  CnmuhttiTe  percent''  is  explained  in  %  868-|  866. 
TABLE  209. — SIZING  TESTS  OF  TROMMEL  PRODUCTS   FROM  MILL  28.* 


Number  on  Fig.  687. 


44.8 
81.9 
tt.8 

16.0 

11.9 
8.08 
5.61 
8.94 
9.69 
1.89 
1.49 
0.945 
0.667 
0.488 

o.8n 

0.970 
0.158 
0.119 
0.078 


on  81.9     1 

•'  99.8 

"  16.0 

••  11.9 

**  8.08 

*•  5.61 

"  8.94 

"  9.69 
"  1.89 
-     1.49 

"  0.945 

"  0.667 

"  0.498 

"  0.8T1 

*•  0.970 

»•  0.15H 

"  0.119 

••  0.078 

"  0.089 


Mm 


VML 


5.9 
16.6 


18.8  86, 


16.4 


58 


9.6  68, 
8.8  70, 

6.8  77 
4.781. 

2.9  84 

1.7  85. 

2.8  88 
1.6  90. 
1.8  91, 


0.4 


1.0  98. 
1.5  94 
0.8  96. 
1.9  96. 
0.8  96. 
8.1 


91 


100.0  100 


Through 
40onfe 


Through 
95  on  16 


li 


17.9 
88.1 


Through 

MOtttt 


4.6 
94.0 
0.6 


4.5 
99.4 
100 


Throi 
19 


?l* 


68.4 


68.4 


86.0  98.4 
1.6100 


Through 
8on6 


68.9 

40.4 

0.5 


58.9 
99.8 

99.8 


Throujrh 
5  on  8.6 


0.8 


0.8 


79.0179.8 
87.71100 


Thr*ugh 
8.5  on8 


II 


51.0 
44.8 
4.3 


Tlir'ugh 
9  mm. 


II 


5.6 
96.8 
48.1 
66.8 
08.4 
71.8 
86.1 
88.9 
04.6 
95.4 


TotaL. 


99.7 


100.0....  100.0... 


100.0 


100.0 


99.8 


100.0 


....  00.5 


..99.8 


•  The  signUlcanoe  of  the  columns  headed  ''  Cumulative  peroent.'*  is  explained  in  %  868-f  866. 
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adjustments  of  the  mill  BcieeiiB.  The  results  are  shown  in  TaUae  208^ 
210  and  211.  Before  examining  them  it  will  be  well  to  point  out  the  causes 
of  unsatii^etory  work.  If  the  screen  holes  are  smaller  than  they  are  rated,  the 
OYersize  product  will  contain  an  excessive  amount  of  fines;  while  if  the  holes 
are  larger  the  oversize  wiU  appear  to  be  more  fiee  from  fines  than  it  should, 
and  the  next  smaller  oversize  will  contain  larger  grains  than  it  should.    If  the 


TABUS  210. — SIZING  TB8T8  OF  TBOMMBL  PBODUOTB  FROM   MILL  30.^ 


Kill  Sins. 

Throogh  86 
on  16  mm. 

ThrougiiU 
on  10  mm. 

TbrooghlO 
onTmm. 

llutHighT 
on6oun. 

Through  6 
on8mm. 

l%rough 
8  mm. 

Number  ooFli.  880. 

1 

8 

8 

4 

6 

e 

1 

i 

1 

P 

1 

P 

1 

1 

1 

|1 

1 

U 

Thmsli 

81.9 
88.8 
16.0 
11.8 

&ai 

6.61 

8.94 

8.69 

1.89 

1.49 

a945 

0.667 

0.408 

o.8n 

0.970 
0.168 
0.119 
0.078 

on  SS.8    mm. 

"   16.0       " 
"   11.8       »• 
"     8.08     - 
••     6.61     " 
..     J  94     M 

"     8.69     " 
••     1.89     •• 
"     1.49     •• 
u     a945    " 

"   a66r  - 

«     0498    M 
'•     0.871    " 
"     0.870    •• 
"     0.168    •• 
••    0.110  •• 
••     0.078    " 
»•     0.009    •• 

8.8 
88.0 
68.1 
17.0 
8.9 
0.6 
0.8 
0.1 
0.1 

8.8 
95.8 
78.4 
96.4 
98.8 
96.8 
99.0 
99.1 
99.8 

u 

18.8 
61.6 
88.8 
8.7 
1.8 
0.7 
0.8 
0.8 

18.8 
69.8 
08.1 
96.8 
96.0 
96.7 
98.9 
99.1 

« 

7.4 
47.7 
88.4 
9.0 
8.0 
0.5 
0.8 
0.1 

7.4 
66.1 
87.5 
96.6 
96.6 
99.0 
99.8 
99.4 

M 

4.0 
88.6 
40.9 
18.6 
9.9 
1.7 
0.4 
0.1 

4.0 
40.6 
80.7 
94.9 
97.1 
06.8 
99.9 
99.8 

M 
H 
M 

M 

8.6 

88.0 
88.0 
16.1 
19.1 
7.0 
9.8 
0.4 
0.6 
0.4 
0.1 
OJi 

8.6 
95.6 
68.6 
60.7 
86.8 
95.8 
98.1 
96.6 
99.0 
99.4 
99.6 
99.7 

'o.i 

6.4 
9.4 
80.5 
14.8 
11.8 
8.6 
6.0 
9.7 
8.8 
4.8 
0.9 
9.5 

"oii" 

6.0 
16.8 
86  8 

M 

n.o 

M 

ttS 

U 

.... 

64.0 
70.0 

M 

•  ••• 

80.6 

M 

88  0 

«• 

88.9 

n 

80.1 

FlBM... 

0.9 



0.9 

0.6 

0.5 

0.8 

..*• 

^»tal 

100.1 

lOO.O 

99.9 

998 

100.0 

96.6 

•  The  alg&lfloaoce  of  (he  columns  heeded  "CnmulAtire  percent."  It  explained  in  $  86M  866. 


TABLE  211.— SIZING 

TESTS  OP  TBOMMEL  PRODUCTS  FROM   HILL 

38.* 

MfUSiaee. 

Through  88.1  oo 
99.9  mm. 

Through  88JI  on 
9.6  mm. 

Through  0.5  on 
5  mm. 

Through  6  on 
9.6  nun. 

NtaiberonFlg641 

1 

8 

8 

4 

per- 
cent. 

Ciimulatife 
Percent. 

Per- 
cent. 

CnmulatlTe 
Percent. 

Per. 
cent 

Cumulative 
Farcent. 

Per- 
cent. 

Cumulative 
Percent 

Through  44.8    on  81.0  mm. 

94.8 

41.8 

89«4 

4.9 

0.8 

94.8 
65.6 
04.9 
99.1 
99.8 

*•        81.9      "  88.8     '* 

0.4 

17.6 

88.8 

«6.0 

15.4 

1.0 

O.S 

0.1 

6.4 
18.0 
66.9 
88.9 
97.6 
99.9 
99.5 
99.6 

••       8S.8      "  16.0    • 

•*       16,0      ••  11.9    • 

••        11.9      ••    8.08  ** 

0.8 

49.0 

88.0 

10.1 

9.8 

1.1 

1.8 

0.8 

0.7 

0.8 

0.5 

0.7 

0.8 

0.8 
48.8 
80.8 
00.9 
98.7 
91.8 
96.0 
96.8 
97.6 
97.7 
98.9 
98.9 

•         8.08    "    5.61    ** 

9.9 
91.4 
«l.8 

•i:5 

8.8 

0.8 
0.8 

8.8 

••         6.61    ••    8.94   " 
**         8.94    **    8.69    ** 

88.6 
66  9 

•         8.69    ••    1.80   ** 
••         1.88    ••    1.49    * 

87!6 
04  6 

••         1.49    ••    0.946" 
••         0.945  "    0.667" 

96.8 
90  1 

••         0.667  •*    0.498  *• 

99  4 

*•         0.498  "    0.871  " 

••         0.871  "    0.970" 

••         0.970  "    0.168" 

Flnee 

0.7 

0.4 

"olo" 

l^tal 

100.0 

100.0 

99.7 

100.0 

•  The  aigniflcance  of  the  oolumna  headed  "  CumulaUye  percent**  Is  ezphdned  in  f  868-{  9S^ 
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holes  are  of  the  exact  size  they  are  rated,  some  of  the  f ollowin|;  difBculties  may 
occur:  the  screen  is  crowded  by  too  rapid  feeding;  it  has  too  little  slope  for  its 
length  or  too  little  length  for  its  slope ;  it  has  too  small  a  percentage  of  open- 
ing; too  little  water  is  used  to  remove  the  adhering  fines;  or  the  hoks  are  par- 
tially blinded  by  the  presence  of  a  large  percentage  of  grains  about  the  size  of 
the  holes.  In  any  of  these  cases  the  percentage  of  fines  in  the  oversize  running 
down  to  small  sizes  will  be  too  large.  It  should  be  noticed  that  a  certain  amount 
of  fines  are  produced  by  abrasion  after  the  screening  is  finidie^* 

Examination  of  the  residts  plotted  in  Fig.  535,  Chapter  XXI.,  shows  that 
in  Mill  22  the  oversize  of  the  6-mm.  screen  contains  24%  finer  than  6  mm.; 
and  the  oversize  of  the  S-mm.  screen  contains  7%  finer  than  3  mm.;  but  the 
holes  in  the  3-mm.  screen  were  worn  so  that  the  undersize  contained  14% 
coarser  than  3  mm.  These  screens  are  very  long  (124  inches)  and  have  very 
gentle  slope  (3**).    The  first  screen  receives  176  tons  of  ore  in  24  hours. 

The  samples  from  Mill  28  were  too  small  in  quantity  to  give  a  fair  representa- 
tion of  the  work,  especially  the  first  five  (namely  the  feed,  and  the  oversizes  of 
the  25,  16,  12  and  8-mm.  screens).  For  part  of  the  curves  on  Fig.  537  there 
were  so  few  points  to  be  plotted  that  there  is  some  doubt  as  to  the  direction  of 
the  curves.  This  is  especially  true  when  there  is  no  plotted  point  near  the 
zero  per  cent.  line.  However  the  curves  are  sufficient  to  show  that  the  holea 
in  some  of  the  mill  screens  were  considerably  worn;  for  example,  the  size 
'^through  12  on  8  mm.'*  contains  about  35%  coarser  than  12  mm. ;  **through  6 
on  3.5  mm.^'  contains  about  25%  coarser  than  5  mm. 

Pig.  539  shows  that  in  Mill  30  the  15-mm.  oversize  contains  67%  finer  than 
15  mm. ;  the  10-mm.  oversize  contains  67%  finer  than  10  mm. ;  the  7-mm. 
oversize  contains  77%.  finer  than  7  mm. ;  the  5-mm.  oversize  contains  85%  finer 
than  5  mm. ;  and  the  3-mm.  oversize  contains  82%  finer  than  3  mm.  There  is 
no  evidence  that  the  holes  were  enlarged  by  wear.  The  screens  are  arranged 
tandem,  are  short  (30  and  40  inches)  and  have  gentle  slopes  (from  3^  to  4°  15'). 
The  first  screen  receives  260  tons  in  24  hours. 

Kg.  541  shows  that  in  Mill  38  the  22.2-mm.  oversize  contains  34%  finer 
than  22.2  mm.;  the  9.5-mm.  oversize  contains  30%  finer  than  9.5  mm.;  the 
5-mm.  oversize  contains  40%  finer  than  5  mm. ;  and  the  2.5-mm.  oversize  con- 
tains 28%  finer  than  2.5  mm.  These  screens  are  of  medium  length  (72  inches), 
and  of  moderate  slope  (4**  45'  to  5**  55'),  steeper  than  in  the  other  mills.  The 
first  screen  receives  150  tons  in  24  hours. 

Omitting  Mill  28  on  account  of  the  smallness  of  the  samples,  we  see  that  the 
best  work  is  done  by  Mill  22,  and  the  poorest  by  Mill  30,  the  work  of  Mill  38 
lying  between  the  two.  Looking  for  the  causes,  we  find  that  Mill  30  is  treat- 
ing much  more  ore  than  the  others;  it  is  using  tandem  trommels  (which  Mills 
20  and  38  do  not),  a  system  which  overcrowds  the  earlier  screen;  aud  it  uses 
gentle  slopes  combined  with  short  lengths.  Better  work  probably  could  have 
been  done  in  aU  of  the  mills  if  steeper  slopes,  say  9^,  had  been  used,  and  with 
this  the  long  tronunels  of  Mill  22  could  have  been  shortened. 

It  will  be  noticed  that  the  percentage  of  fines  in  the  oversize  of  fine  screens  is 
generally  greater  than  in  coarse,  the  reasons  for  which  are  explained  in  §  290. 
In  Mill  38  one  is  surprised  to  see  finer  stuff  in  the  oversize  oi  the  5-mm.  than 
of  the  2.5-mm.  screen.  This  appears  to  be  accounted  for  by  the  fact  that  the 
former  has  more  grains  of  about  the  size  of  the  hole  than  the  latter  (25% 
as  against  16%  within  the  size  limits  10%  above  and  10%  below  the  diameters 
of  the  holes). 

Table  212  shows  the  results  of  tests  made  by  Prof.  H.  A.  Wheeler,  of  St 
Louis,  on  the  oversize  products  of  trommels  at  Iron  Mountain,  Mo.  The 
tests  were  made  by  treating  samples  of  about  8  or  10  pounds  on  the  very  screens 
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from  which  they  were  taken,  at  a  time  when  the  mill  was  idle  and  therefore 
the  screening  could  be  done  accurately. 


TABLE  2 

12. — ^TESTS  OF  0VEB8IZB  PRODUCTS  OP  TROMMELS  AT  mOK  MOUNTAIN,  MO. 

OverriM  of 

Larger 

tium^ 

Screen 

Holes. 

Oblong 
arataMw(a) 

Smaller 

than  the 

Soreeo 

Holes. 

Slope  of 
TiroamMl. 

Diameter 

of 

l^xxnmeL 

Inohes. 

EffectiTej 

TrommeL 
Indbes. 

ISSSS! 

K-iiieh 

M 
U 
H 
»t 

)ok 
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CHAPTER  XL 

CLASSIFIERS. 

§294.  Dbpinition  and  Classification. — Classifiers  are  devices  for  sub- 
jecting sands  or  slimes  to  the  action  of  water  under  free  settling  conditions, 
either  to  obtain  a  series  of  products  diminishing  in  size,  preparatory  to  subse- 
quent treatment,  or  to  settle  the  whole  material  as  completely  as  possible  from 
the  water. 

They  all  have  a  carrying  current,  by  which  is  meant  a  current  of  water  which 
carries  forward  whatever  grains  may  remain  suspended  in  it.  Some  of  them 
have  also  rising  hydraulic,  or  clear  water  currents  added  from  below.  According 
to  the  purpose  to  be  served,  the  design  of  the  apparatus  and  the  mode  of  employ- 
ing the  above  currents,  these  appliances  may  be  classed  in  nine  groups,  as  follows : 

(a)      USING  HYDRAULIO  WATER. 

L  Trough  or  shallow  pocket  hydraulic  classifiers. 
II.  Deep  pocket  hydraulic  classifiers. 

III.  Tubular  hydraulic  classifiers. 

(b)    NOT   USING   HYDRAULIO   WATER. 

IV.  Surface  current  box  classifiers. 
V.  Whole  current  box  classifiers. 

VI.  Distributing  boxes. 
VII.  Unwatering  boxes. 
VIII.  Settling  tanks. 

IX.  Clarifying  reservoirs. 

Groups  I.,  II.,  and  III. 

§  295.  Principles  of  Action. — ^These  subject  the  sands,  while  being  moved 
forward  by  the  carrying  current,  to  a  series  of  upward  hydraulic  currents, 
each  of  which  acts  in  its  own  pocket.  The  effect  produced  is  that  grains  of  sand 
which  are  heavy  enough  to  settle  against  the  hydraulic  current,  may  do  so  and 
can  pass  out  at  an  orifice  or  spigot  designed  for  that  purpose,  while  the  lighter 
ones  are  lifted  and  carried  forward  to  the  next  hydraidic  current.  A  series  of 
these  pockets,  with  their  quantities  of  hydraulic  water  graduated  so  as  to  have 
less  and  less  upward  current,  will  yield  products  ranging  from  the  coarse  size 
of  the  first  to  the  fine  size  of  the  last,  and  the  finest  grains  will  be  in  the  over- 
flow from  the  last  pocket. 

The  tube  or  orifice  up  through  which  the  hydraulic  water  passes  will  be  called 
the  sorting  column  and  its  size  and  shape  are  of  great  importance  as  affecting 
the  quality  of  the  products,  as  in  it  the  true  work  of  separation  takes  place. 

The  use  of  dial  cocks  for  regulating  the  quantity  of  hydraulic  water  is  to  be 
recommended  for  restoring  the  conditions  after  flushing  out  the  spigots,  as  well 
as  for  inspection  to  see  that  the  mill  boys  are  not  deranging  the  machines. 
Constant  hydraulic  water  is  essential  to  good  work.  This  may  be  obtained  from 
a  tank  or  reservoir  with  constant  level.    Constant  feed  water  for  the  carrying 
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current  is  likewise  essential  for  good  work.  A  strainer  to  remove  fibre,  chips 
and  large,  abnormal  particles  from  the  feed  where  fine  pulp  is  treated  is  an  im- 
portant adjunct.  This  strainer  may  often  be  required  for  the  hydraulic  water. 
This  fibre  screen  should  be  large  enough  to  run  some  time  without  being  cleaned, 
should  be  arrranged  for  easy  cleaning  and  should  be  cleaned  at  regular  intervals. 

§  296.  Spigots. — ^The  size  of  the  opening  will  depend  upon  the  head  of  water, 
the  quantity  of  material  to  be  discharged,  and  the  size  of  the  grain.  It  must 
be  large  enough  for  free  flow.  The  spigot  may  be  a  short  length  of  iron  pipe, 
fitted  into  a  perforated  wooden  plug,  and  it,  in  turn,  fitted  to  a  nipple  screwed 
into  the  plank  wall  of  the  classifier.  This  pipe  and  plug  spigot  is  tne  simplest 
of  all  forms ;  it  retains  its  size  fairly  well ;  it  is  cheap  and  mstantly  replaced  by 
a  new  one,  kept  in  stock,  and  the  spigot  is  fiushed  free  from  obstructions  more 
easily  and  completely  than  with  any  other  form. 

Dial  cocks  are  sometimes  used  for  spigots,  but  they  are  open  to  three  serious 
objections:  they  are  costly;  they  wear  out  quickly,  so  that  the  reading  loses 
its  significance;  and  finally,  the  spigot  is  not,  in  the  opinion  of  the  author,  the 
place  for  an  easily  and  often  used  adjustment.  The  spigot  should  be  set  once 
for  all,  and  the  adjusting  should  be  done  by  the  hydraulic  water. 

A  nipple,  a  bit  of  hose  and  a  pinch  cock  form  a  convenient  spigot,  but  the 
orifice  is  not  circular,  so  that  this  form  does  noi  run  so  smoothly  as  the  pipe 
and  plug.  It  offers  the  temptation  of  adjusting  the  outgoing  stream,  which  is 
of  doubtful  benefit,  and  it  is  more  expensive  than  the  pipe  and  plug.  It  has  the 
advantage  that  it  can  easily  be  elevated  to  discharge  at  a  higher  level  if  desired. 

A  molasses  spigot  which  has  a  swing  gate,  cutting  off  part  of  an  orifice  at  the 
flanged  end  of  a  pipe  has  the  disadvantages  that  it  wears  rapidly,  does  not 
form  a  round  opening,  and  it  introduces  the  adjustment  of  the  spigot  discharge. 

A  triangle  and  gate  is  practically  the  same  as  the  molasses  spigot,  except  that 
it  uses  the  sliding  gate ;  and  the  orifice,  whatever  may  be  its  size,  is  always  an 
equilateral  triangle. 

The  rising  discharge,  or  goose  neck  (see  Fig.  254c),  is  a  scheme  for  using  a 
larger  pipe  for  the  spigot,  since  small  spigots  under  high  head  are  liable  to 
dioke  with  fibre  unless  the  water  has  been  through  a  fine  screen.  The  goose 
neck  discharges  the  spigot  product  at  a  higher  level  than  that  at  which  it  leaves 
the  classifier,  thereby  diminishing  the  speed  of  fiow  and  allowing  a  larger  pipe 
to  be  used.  Owing  to  the  fact  that  a  spigot  stream,  overcharged  wiUi  sand, 
will  certainly  choke  this  kind  of  a  spigot,  it  cannot  be  used  except  with  veiy 
fine  sand,  and  then  only  by  one  who  thoroughly  understands  its  use.  An  X 
below  and  a  T  above,  both  with  plugs  in  them  (see  Fig.  277ft),  wiU  allow  it  to 
be  flushed  out  thoroughly  in  all  parts.  It  can  probably  be  run  with  less  water 
than  the  short  pipe  and  plug  spigot,  and  it  saves  mill  height.  It  may  be  made 
with  adjustable  column,  either  as  a  hose  or  as  an  iron  pipe  turning  upon  an 
elbow  thread  at  the  bottom. 

Linkenbach^'  describes  a  spigot  discharge  consisting  of  a  disc  with  holes  of 
varying  diameters  arranged  concentrically  around  its  center.  The  disc  revolves 
in  front  of  and  close  to  the  end  of  the  discharging  pipe.  Thus  a  larger  or 
smaller  hole  may  be  rotated  into  line  and  the  amount  of  discharge  varied  accord- 
ingly. 

In  Mill  28  a  nest  of  two  removable  flanged  thimbles,  set 
into  the  top  of  the  spigot  pipe,  as  shown  in  Fig.  233,  is  used 
in  the  unwatering  boxes.  If  the  smaller  does  not  discharge 
a  sufficient  amount,  it  is  removed  and  the  larger  then  con- 
stitutes the  spigot.  If  a  still  larger  opening  is  desired,  the 
larger  thimble  may  also  be  removed  and  the  pipe  itself  forms 
7IO.  238.        the  spigot. 
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§  297.  Purpose  and  Essential  Qualities. — Hydraulic  classifiers  of  a  great 
variety  of  forms  are  used  for  handling  the  products  which  are^  in  the  judgment 
of  the  mill  men^  too  line  to  size  economically  with  screens,  and  the  products 
they  yield  form  a  decreasing  series  differing  from  those  of  the  screens  m  that 
they  are  not  truly  sized  but  sorted  products,  obeying  approximately  the  various 
laws  of  free  settling  in  water  given  in  Chapter  XII.  The  spigot  products  are 
in  almost  every  instance  treated  on  jigs.  The  fine  overflow  of  the  last  hydraulic 
treatment  is  usually  sent  to  the  box  classifier ;  then  to  vanners  or  tables,  or  occa- 
sionally to  jigs;  it  is  often  sent  directly  to  these  machines. 


TABLE    213. — SIZES    OP    FEED    TO    HYDRAULIC    CLASSIFIERS. 


of  Maztamim  Grain 
In  Feed. 


Number  of  Mills  that  have' 
thli  Site  of  Feed. 


Slie  of  Maximum  Grain 
in  Feed. 


Number  of  MUis  that  baTO 
this  Siae  of  Feed. 


0.0 
4.78 
4.5 
8.8 
8.8 
8.0 
8.5 
8.8 
8.0 
l.ft 


Inches. 
0.80 

o.d 

0.18 

..» 

0.10 
0.09 
0.06 
0.00 


10 


Mm. 

Inches. 

1.26 

0.06 

1.8S 

0.018 

0.88 

0.085 

0.885 

0.086 

6  mesh. 

10  mesh. 

IS  mesh. 

14  mesh. 

S4  or  80  mesh. 

80  mesh. 

The  sizes  fed  to  hydraulic  classifiers  in  the  mills  are  given  in  Table  213. 
As  shown  in  Table  213,  the  size  of  the  maximum  grain  in  the  feed  material 
ranges  from  5  mm.  down  to  0.635  mm.  That  in  the  final  overflow  ranges  per* 
haps  from  0.50  mm.  down  to  0.25  mm.  (see  §352).  Linkenbach  recommends 
1.5  mm.  as  the  best  maximum  grain  to  feed  to  hydraulic  classifiers  and  0.25 
mm.  as  the  best  maximum  size  of  grain  in  the  overflow.  For  a  discussion  of 
the  coarser  limit  of  classifler  work,  the  reader  is  referred  to  §  286. 

The  following  are  the  essential  qualities  of  a  good  hydraulic  classifler,  which 
should  be  borne  in  mind  in  designing  or  studying  this  form  of  apparatus:  (1) 
It  should,  in  mill  phrase,  '%e  able  to  stand  up"  and  dc  good  work  with  little 
care.  (2)  The  rising  current  in  the  sorting  column  should  rise  with  uniform 
velocity  over  all  parts  of  any  given  horizontal  section.  (3)  It  should  require 
little  mill  height.  (4)  It  should  be  capable  of  easy  and  positive  adjustment. 
(5)  It  should  not  require  an  excess  of  water  which  may  dilute  the  pulp  too 
much.     (6)  It  should  be  capable  of  being  fed  and  discharged  continuously. 

I.  The  Trough  or  Shallow  Pocket  Hydraulic  Classifiers. 

§298. — ^These  have  a  nearly  horizontal  carrying  current  which  is  retarded 
momentarily  over  any  given  sorting  column  just  long  enough  to  allow  the  proper 
sands  to  drop  out,  and  then  is  passed  on  to  the  next.  In  order  to  get  this 
moment  of  retardation,  shallow  pockets  built  in  the  bottom  of  the  trough,  may 
be  used,  or  small  dams  or  rifiles  may  be  placed  just  beyond  the  sorting  columns, 
or  a  combination  of  deflectors  over,  and  dams  beyond  the  sorting  columns,  or 
finally,  the  classifier  may  be  set  so  nearly  horizontd  that  a  layer  of  sand  collects 
upon  the  bottom  in  which  shallow  pockets  form  over  the  sorting  columns. 

These  are  adapted  for  the  classification  of  coarser  sizes  of  sands.  They  all 
have  more  or  less  the  quality  of  allowing  any  one  spigot  to  be  plugged  a  few 
minutes,  for  example  while  a  jig  is  being  skimmed.  In  this  case  the  product 
which  should  issue  from  the  plugged  spigot  is  carried  on  to  the  next  without 
causing  the  mill  work  to  suffer  serious  derangement.  The  various  forms  will 
be  taken  up  and  described  in  detail. 
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§  299.  The  Lake  Supbrior  Hoo  Trough  Classifibr — Old  Fork. — (For 
new  form  see  Figs.  236a-236c.) — This  is  a  trough  hydraulic  classifier  consist- 
ing of  two  V  troughs,  a  smaller  within  a  larger,  with  surfaces  parallel  and  tops 
on  the  same  level.  The  carrying  current  runs  the  whole  length  of  the  inner  V 
trough  which  has  a  slight  slope  for  that  purpose.  The  space  between  the  two 
troughs  is  used  as  a  pressure  box  and  is  usually  divided  by  cross  partitions,  so 
that  the  hydraulic  water  and  therefore  the  pressure  in  the  pressure  box  for  each 
of  the  spigots  is  kept  independent  from  that  of  all  the  others.  The  upper  end 
of  both  troughs  is  headed  up  water  tight,  as  is  also  the  lower  end  of  the  pressure 
box.  The  hydraulic  water  flows  from  a  pipe  with  a  regulating  valve  into  the 
open  top  of  the  pressure  box.  The  several  sorting  columns  consist  of  longi- 
tudinal slots  cut  in  the  bottom  of  the  inner  trough.  These  are  usually  \  inch 
wide  and  increase  in  length  toward  the  tail  end  of  the  classifier.  The  spigot 
pipes  and  plugs  are  placed  adjacent  to  the  slots  at  one  side  of  the  apex  of  the 
outer  V  and  discharge  their  products  directly  upon  the  feeding  aprons  of  the 
jigs.  This  classifier  often  has  a  receiving  box  at  the  upper  end  to  take  the  wear 
of  Ihe  feed  sand  and  deliver  the  stream  quietly  to  its  first  pocket 

This  classifier  has  been  used  for  treating  sand  from  steam  stamps  which  has 
been  through  round  holes  iV  inch  in  diameter.  This  classifier  has  a  serious 
defect  in  that  it  is  not  a  positive  apparatus.  The  increase  of  hydraulic  water 
does  not  increase  proportionally,  and  instantly,  the  pressure  in  the  pressure  box, 
but  does  so  gradually.  After  adjusting  the  water  one  must  wait  to  ascertain 
the  effect  of  it.  Also,  if  much  water  is  used  on  the  first  hydraulic,  the  sand  is 
liable  to  bank  over  the  first  sorting  column  until  the  head  has  increased  in  the 
pressure  box  enough  to  burst  through  and  send  material  to  the  second  slot, 
where  it  does  not  belong,  thereby  deranging  the  work.  This  inability  to  con- 
trol hydraulic  water  tends  to  send  down  fine  stuff  into  the  earlier  spigots  and 
may  even  send  coarse  to  the  overflow.  This  classifier  uses  more  water  than  the 
positive  forms.  The  details  of  it  in  the  mills,  as  obtained  by  the  author,  are 
given  in  Table  214. 


TABLE   214. — ^DETAILS   OF   LAKE   SUPERIOR   CLASSIFIER. 
AbbreTiatfoDS— Defc.sdejreos;  Ft.=feet;  GaLaf^llons;  In.slnches;  Hin.ssminate;  Nasnmnbar. 


(a)  Steam  stArap  stuff  4.78  mm.  to  0.  (5)  Spigots  to  Jigs:  overflow  to  slime  tables  by  unwaterer.  (c)  lAks 
Superior  practice  from  Rolker**.  (d)  There  are  two  hydraulic  pipes,  one  for  Now  1  spigot,  and  ooe  for  Kos.  S| 
8  and  4  spigots,   (s)  Spigots  to  Jigs;  overflow  to  slime  table. 


The  sand  treated  and  the  water  used  in  Mills  45  and  46,  as  given  by  H.  S. 
Munroe,**  are  shown  in  Tables  215  and  216  respectively.  The  ratio  of  the 
volume  of  water  to  the  volume  of  sand  has  been  calculated  by  assuming  the 
specific  gravity  of  the  ore  to  be  3. 
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TABLE   215. — PRODUCTS   OF   LAKE   SUPERIOR   CLASSIFIER    IN    MILL   45. 


SoUd  Material 

Delivered  per 

24  Hours. 

Per  Cent.  Each 
is  of  Total. 

Water  Delivered 

with  Sand  per 

84  Hours. 

Ratio  of  Volume 

of  Water  to 
Volume  of  Sand. 

FInt  spigot 

Pounds. 

84,500 

11,804 

6,fi64 

4fi,6Q6 

86.1 
11.6 
7.1 
46.8 

Cubic  Feet. 
8.128.8 
8,880.0 
1,818.8 

11.6 

•S'ftC'ODfl  B^NJE^Ow ••••••••••••■••••  •• 

86.8 

Tliird  SDurot 

86.8 

Qvierflow. • 

Total ; 

(a)  98,644 

100.0 

(a)  This  was  the  capacity  of  the  classifler  in  1880.    It  has  since  been  greatly  increased. 

-14^^ 


<^t*V*  -D7H8p%04  i)T>4  8pIgo4  ^T>^8pir* 

FIG.    234a. — PLAN   OF   RICHARDS-COGGIN    HYDRAULIC    CLASSIFIER. 

T\  fMtwbttnm     T  j  T       (aoi«fbltmy)       T  j      (ooiKbllf^j)     |  T  ^ -r   -i 

ValTtfl 


FIG.  2346. — LONGITUDINAL  SECTION  ON  LINE  ttb. 


FIG.     234c. — SECTION     ON  FIG.  234d, — SECTION  ON 

LINE   mn.  LINE    VW, 

TABLE   216. — PRODUCTS   OF   LAKE   SUPERIOR    CLASSIFIER   IN    MILL    46. 


Solid  Material 

Delivered  per 

84  Hours. 

is  of  Total, 

Water  DeUvered 

with  Sand  per 

84  Hours. 

of  Water  to 
Volume  of  Sand. 

First  spigot. ...• •■•••••.... 

Pounds. 
81,200 
23.280 
16,768 
2.712 
60,562 

23.4 
17.4 
11.8 
2.0 
46.4 

Cubic  Feet. 

8,088.0 

1,840.8 

1,829.0 

864.0 

18,624.0 

12  2 

Second  spigot 

10  0 

Third  spigot 

15  8 

Fourth  spigot. 

69  7 

Overflow^  ....................... 

67  7 

TWal 

13J,512 

100.0 

§300.  BiCHARDS-CoGGiN,  OR  Calumet  CLASSIFIER. — (See  Figs.  234a-234(i.) 
— ^This  is  a  sloping  trough,  gradually  widening  in  its  length,  in  the  bottom  of 
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which  at  intervals,  are  placed  pockets  B,  generally  four  in  number,  near  the 
bottom  of  which  the  ore  is  subjected  to  the  action  of  the  hydraulic  water.  For 
each  pocket  the  hydraulic  pipe  C  and  spigot  pipe  D  are  both  horizontal  and 
their  axes  are  in  the  same  line.  By  decreasing  or  increasing  the  hydraulic 
water,  respectively,  as  much  or  as  little  of  the  sand  as  is  desired  will  be  dis- 
charged. In  fact  the  spigot  cuts  a  core  from  the  center  of  the  hydraulic  stream, 
leaving  the  remainder  to  form  an  upward  current  in  the  pocket.  The  greater 
the  amount  of  the  hydraulic  water,  the  less  will  be  the  quantity  and  i;he  heavier 
the  quality  of  the  sand  which  is  able  to  penetrate  the  walls  of  this  current  and 
go  put  of  the  spigot. 

As  used  at  Mill  44,  the  classifier  is  made  of  1^-inch  planks  and  is  14  feet, 
10  inches  long,  8  inches  wide  at  the  feed  end,  widening  to  12  inches  at  the  tail 
end.  Its  sides  are  llf  inches  high  at  the  feed  end  diminishing  to  8^  inches  at 
the  middle  of  the  second  pocket  and  continuing  8J  inches  to  the  tail.  It  has 
four  pockets.  The  length  of  these  are  respectively  24,  24,  21^  and  20  inches; 
the  depths  are  all  11^  inches;  the  length  of  the  bottoms  are  15,  15,  13  and  12 
inches.  The  sides  of  the  pockets  and  of  the  trough  are  all  vertical.  The  dis- 
tances between  the  pockets  are  24^,  28^  and  25  inches.  These  distances  are, 
however,  simply  a  matter  of  convenience  to  suit  the  position  of  the  jigs.  The 
receiving  space  E  is  about  3  feet  3  inches  long  to  give  time  for  the  particles  to 
arrange  themselves.  The  total  length  is  18  feet,  including  9i  inches  for  the 
overflow  spout  F  at  the  end.  The  hydraulic  pipes  are  IJ,  IJ,  1,  and  1  inch  in 
diameter  and  formerly  entered  through  a  stuffing  box  0  on  one  side,  allowing 
adjustment  toward  and  away  from  the  spigot.  The  best  position  having  been 
found  by  experiment,  elbows  are  now  used  instead  of  stuffing  boxes.  It  was 
found  that  the  hydraulic  C  used  too  much  water  in  the  first  two  pockets.  To 
correct  this,  the  size  of  the  opening  is  reduced  to  i  inch  by  a  perforated  wooden 
plug  which  works  well.  Spigots  of  the  ordinary  pipe  and  plug  form  are  used. 
At  one  time  f ,  f ,  i  and  i  inch  diameter  for  the  four,  were  used.  Later,  i,  i, 
I  and  f  inch  diameter  of  spigot  pipes  for  the  four  were  found  satisfactory.  The 
plugs  are  in  all  cases  2  inches  in  diameter.  The  spaces  between  the  hydraulic 
and  the  spigot  pipes  are  respectively  2i,  2i,  3  and  3  inches  for  the  four.  The 
effect  of  increasing  the  distance  is  to  let  more  sand  discharge,  of  diminishing  it 
is  to  make  the  sorting  more  perfect  even  to  the  point  where  it  ceases  to  be 
economical.  The  centers  of  the  hydraulic  and  spigot  pipes  are  IJ  inches  above 
the  bottom.  Adjustable  shields  H  of  cast  iron  are  attached  to  the  walls  just 
over  the  spigots  to  break  the  upward  current  and  to  distribute  it  near  the  kit- 
tom  of  the  pocket  so  as  to  loosen  up  the  sand.  The  shields  of  the  first  and 
second  pockets  are  flat  and  are  6  inches  wide  and  extend  2f  inches  from  the 
wall.  Those  of  the  third  and  fourth  are  arched  with  3J  inches  span,  and  3J 
inches  height  extending  3^  inches  from  the  wall.  The  crown  of  the  arch  is  ex- 
tended IJ  inches  further  and  is  1|  inches  wide. 

Sometimes  deflectors  extending  across  the  width  of  the  trough,  are  used  to 
force  the  carrying  current  down  into  the  pockets  and  help  to  keep  the  sand 
loose.  In  Mill  26  this  deflector  extends  to  within  6  inches  of  the  bottom  of  the 
pocket  and  is  3  inches  beyond  the  edge  of  the  pocket. 

This  classifier  is  used  for  treating  steam  stamp  stuff  crushed  through  a  screen 
punched  with  -ft -inch  (4.76-mm.)  round  holes,  or  for  the  undersize  of  the 
last  trommel  (see  Table  217).  For  the  former  it  treats  60  to  65  tons  in  24 
hours,  using  700  to  800  gallons  of  hydraulic  water  per  ton  of  ore,  and  yielding 
approximately:  No.  1  spigot  (J-inch  diameter),  20  tons,  coarse-heavy;  No.  2 
spigot  (}-inch  diameter),  12  tons,  coarse-light;  No.  3  spigot  (i-inch  diameter), 
8  tons,  medium;  No.  4  spigot  (J-inch  diameter),  5  tons,  fine;  overflow,  15  tons, 
slimes.     Its  dimensions,  as  found  in  the  mills,  are  shown  in  Table  217. 
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This  is  a  positive  classifier  which  responds  instantly  to  the  hydraulic  water. 
It  was  designed  to  take  the  place  of  the  old  Lake  Superior  hog  trough  classifier 
and  was  the  first  positive  trough  classifier  used  in  this  country.  It  also  has  the 
advantage  that  the  water  from  the  spigot  is  discharged  under  little  head,  and 
the  classifier  uses  very  little  mill  height. 


TABLE    217.^-RICHARDS-C0GOIN    HYDRAULIO    GLAS8IFIEB. 

▲blirovlalloDa.--dl8t  ta«k.^dlstrilratliig  tank;  FL»feet;  Heb.  pr.sHeberU  mil]  prodaet;  In.aiiiches; 
mnLsinllliineterB;  No.snufnber;  Or.soverflow;  sL  tsslime  table;  8p.=8pigots;  Stm.  8tp.sBt6am  stamp; 
tr.= trommel;  Un. -^updftrplte of;  ▼an.svauiera;  w.  cnit.s whole  current  box. 


Cieiisth  of  Poekei. 
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Un.  No.  6 
tr.,  0.0 
mm.  too. 

an.  No.  S 

tr.,  8 
mm.  too. 

an.  No.  4 

tr.,  8 
mm.  too. 

an.  No.  4 

tr.,   8 
mm.  too. 
an.  No.  6 

tr. 


8p.  to 
Jigs.  Ov 
to  Tan. 


8p.to] 
Ov.toNo. 
1  w.  cmt. 


Tons 


.SI 


Stm.  stp. 


{  stuff,  4.70 


H.H.K 


nun.  to  0. 

Heb.  pr. 

8.6  mm. 

loa 


Sp.toJ!g8 
Ov.tosLt. 
by  No.  1 
dlstbtank. 
Sp.toltgs 

Ov.  to 

8l.  t. 


88 


(a)OoekoDlM.inohplpe.    (b)8ix 
Deiich  of  layw  ofwater  aodiMuid  is  4H 


wide,  8  inches 
inohea.  (s)  One  and  one  quarter  ' 


10.^^. 


above  bottom,    (c)  To  spigot,   (d) 
wide.    (/)  Same  as  preceding. 


§  301.  Thb  Evans  Classifibs. — ^This  is  a  trough  classifier.  At  Mill  38 
(see  Figs.  235a-235c)  it  is  15  feet  11  inches  long  with  fiaring  sides.  At  the 
head  end  it  is  13  inches  wide  at  the  top,  9  inches  at  the  bottom  and  16  inches 
deep;  at  the  tail  end,  16^  inches  wide  at  the  top,  13  inches  at  the  bottom  and 
13  inches  deep.  The  slope  is  V  20',  or  about  i  inch  (0.278  exactly)  per  foot. 
For  the  sorting  columns  it  has  four  round  holes  A  4  inches  in  diameter,  and 
standing  verti^ly  in  these  holes  are  the  hydraulic  pipes  B  bringing  the  water 
from  above.  Upon  these  pipes  are  sleeves  C  held  at  the  desired  height  by  thumb 
screws  D,  and  at  the  bottom  of  the  sleeves  are  circular  horizontid  discs  E  4^ 
inches  in  diameter.  By  elevating  or  depressing  these  discs  the  area  of  the 
annular  opening  which  forms  the  sorting  column  can  be  varied  at  will.  The 
quantity  of  hydraulic  water  also  can  be  varied  by  a  valve  F.  Beneath  each 
hole  is  a  pressure  box  0  of  cylindrical  shape,  4  inches  in  diameter  and  9^  inches 
deep.  In  the  side  of  each  pressure  box,  3f  inches  above  the  bottom,  is  a  round 
hole  H  H  inches  in  diameter  for  the  spigot  plug.  At  distances  of  6,  7,  8  and 
16  inches  respectively,  beyond  the  center  of  each  sorting  column  are  cross  dams 
f  4,  5,  6  and  10  inches  high  respectively.  There  is  also  a  cross  dam  L  3  inches 
high,  8^  inches  before  the  first  sorting  column,  which  makes  a  dead  box  to 
d£yer  the  feed  quietly.  The  sand  running  through  this  trough  fills  all  the 
spaces  up  to  the  level  of  the  tops  of  the  dams  with  permanent  solid  banks  leav* 
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ing  basin-shaped  pockets  around  each  hole  in  which  the  separation  takes  place. 
The  slope  may  be  varied  either  by  tilting  the  whole  classifier  or  by  altering  the 
height  of  the  dams  so  as  to  increase  or  decrease  the  slope  as  desired.  For  uses 
and  dimensions  as  found  in  the  mills,  see  Table  218. 

The  capacity  at  the  Atlantic  mill  of  a  classifier  of  presumably  about  the  same 
size  as  those  in  the  table,  was  66  tons  per  24  hours,  treating  steam  stamp  stuff 
passing  through  4.76-mm.  round  hole.  The  quality  of  its  work  was  found  at 
Mill  40  to  be  practically  the  same  as  that  shown  by  the  sizing  test  of  the  Carkeek 
classifier  (see  §  315).  Sizing  tests  of  the  products  of  the  No.  1  hydraulic  classi- 
fier of  Mill  38  are  given  in  Table  256. 

TABLE  218. — EVANS  HYDRAULIO  CLASSIFIER. 
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(a)  At  top.  <b)  At  bottom,    (c)  At  head  end 
emrent  box  olanifier.  


(d)  At  tail  end.   (e)  SplROts  to  iigs:  overflow  to  Na  1  whole 
(/)  8pi|cot«  to  Jige;  overflow  to  No.  8  whole  current  box  ouunUler. 


PIG.    236a. — PLAN   OF   ANACONDA   HYDRAULIC   CLA88IPIER. 


FIG.   2366. — ^LONGITUDINAL  SECTION. 


PIG.  236c. — CROSS  SECTION. 

§  302.  The  Anaconda  Classifier  (see  Figs.  236a-236c),  is  a  later  improved 
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form  of  the  Lake  Superior  classifier  (see  §299).  The  conotruction  is  in  all 
respects  the  same  as  the  latter  except  that  the  space  A  between  the  oater  and 
iimer  V  troughs  is  blocked  up  air  tight  at  the  top,  by  a  strip  of  plank  B  held  by 
horizontal  bolts.  The  effect  of  this  change  is  to  use  the  confined  air  as  a  cushion 
and  to  make  the  classifier  much  more  nearly  a  positive  classifier  than  is  the  old 
Lake  Superior  form. 

Table  219  gives  the  practice  in  the  mills.  There  are  a  few  variations  which 
should  be  noted :  In  Mills  33,  36,  42,  43  and  46  the  slots  are  all  longitudinal, 
and  the  trough  has  no  obstructions  in  it.  In  Mills  39  and  41  the  bottom  of  the 
trough  is  flat  and  somewhat  wide,  the  slots  run  across  the  bottom,  and  beyond 
the  dot  is  a  dam  or  riiSe.  In  Mill  39  the  bottom  of  the  trough  is  3  inches 
thick ;  the  dam  between  the  two  slots  is  10  inches  high  and  that  at  the  lower  end 
is  9  inches  high.  The  dams  of  Mill  41  are  much  lower.  In  Mill  39  the  planks 
of  the  outer  V  are  held  together  by  wooden  buckstaves  1^  inches  thick  and  about 
7  inches  wide.  Used  as  No.  1  dassifler  in  Mill  46  the  capacity  is  58  tons  in  24 
hours. 


TABLE  219. — ^ANACONDA  HYDRAULIC  OLASSIFUSR. 

Abbnrlations.— Ft=ftoet;  byd.s hydraulic;  In.staiches;  J.  H.sjl^  hutches;  Nassnumbcr;  OT.sover- 
flowoC:  tr.strommel;  Un.sunderaiseof. 


i> 


^ 


li^^ 


Feed. 


4S  • 

48  4 

4S  6 

48  6 

4S 

48  1 


44 


14 


FtlD. 

10  6 


10  8 


870 


18  0 


17  0 


15  8 


In. 
18 

elEM 

(<fao 
-Id  17 
Id  17 


In. 
18 

18 

18 

% 

10 


FtlD. 


1*80' 


60* 

87* 


l-BO* 


4-10 


7^ 
14-9 

14-9 


In. 


l( 


In. 


iM 


In. 


In. 


IH 


Un.No.Str.,8.8 

mm.  to  0. 
Un.No.4trM8.8 
.    mm.  to  0. 
Un.No.4trM4H 

mm.  to  0. 

Or.  No.  1  hyd. 


[Understaeor 
No.  4  trommel, 
8Jlmm.toa 


m 


m 


\^W 


4H 


n 


IX 


Un.  N08. 1, 8  ft 

4  tr.  and  steam 
stamp  stuff, 
0.85  mm.  to  0. 
J.H.,18&ieBhtoO 
J.H.,14ine8hto0 
J.H.,14me8htoA 
Un.No.6tr.,  10 
mesh  too. 
J.H.,18me8hto0 

Steam  stamp 
stuff,  11.1  muL 

toa 

Steam  stamp 
stuff,  4.70  mm. 
too. 


(*) 
(0 
(i) 
(*) 

(i) 
(k) 
(k) 
(D 


(a)  Nos.  8  and  4  classlflen  of  this  mill  do  practically  the  same  work  as  No.  1,  and  are  similar  to  it  except 
that  tney  have  but  four  spigots  each.  (&)  TbSa  classifler  is  made  in  three  divisions  and  has  altogether  six  slots 
and  eieren  spigots,  (c)  4  Inches  at  bottom,  (d)  6  inches  at  bottom,  (e)  86  inches  at  head,  10  at  tafl.  (/)  About 
60".  (g)  Triangle  and  gate,  (h)  Spigots  to  jigs;  overflow  to  No.  1  surface  current  box  dassifler.  (€)  Nos.  1 
•ml  9  spigots  to  Jigs;  No.  8  spigot  and  overflow  to  No.  1  surface  current  box  classifler.    (J)  Spigots  to  Jigs; 

•flow  to  Na  8  hydraulic  clas8ifler.    (fe)  Spigots  to  }igs;  overflow  to  No.  1  whole  current  box  dassifler.   (0 


jts  to  Jigs;  overflow  to  No.  1  whole  current  box 
to  slime  tables  by  No.  1  distributing  tank. 


ggr^ 


rffler  by  Na  1  onwaterer.    (m)  Spigots  to  Jigs;  over 


C.  W.  Goodale^^^  in  discussing  the  losses  in  jig  tailings,  has  given  some  sizing 
tests  showing  the  imperfections  of  the  classifier  work  (see  §462). 
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§  303.  The  Tamaraok  Classifier. — ^This  is  a  hydraulic  classifier  with  ver- 
tical or  flaring  sides,  with  flat  bottom,  with  pressure  boxes  below  and  with  slots 
miming  across  the  bottom  whidi  are  of  special  construction,  so  that  they  can 
be  varied  in  width. 

Table  220  gives  the  practice  in  the  mills.  Special  notice  should  be  taken  of 
the  slots  and  the  hydraulic  pipes.  In  Mills  46  and  48  (see  Figs.  237a  and 
2376),  there  is  a  rectangular  hole  A  several  inches  wide,  running  across  the 


PIQ.      237a. — PABT     OP     LONGITUDINAL 
SECTION  OP  TAKABACK  OLASSIPIBR. 


PIQ.  2376.— CROSS  SECTION. 


whole  width  of  the  classifier.  Covering  this  hole  is  a  plate  B  12  inches  long, 
10  inches  wide  and  \  inch  thick.  It  is  so  hinged  at  the  down  hill  side  of  the 
hole  that  when  it  is  slightly  raised,  it  presents  an  adjustable  slot  facing  the 
coming  stream  and  extending  the  whole  width  of  the  classifier.  It  is  adjusted 
by  a  vertical  rod  C  with  a  nut  D  which  suspends  it  from  a  cross  bar  E,  In 
Mill  47  the  hole  is  7X4  inches  and  the  hinged  plate  is  replaced  by  two  plates, 
permanently  fastened  to  the  bottom,  leaving  a  fixed  slot  between  them* 

TABLE   220. — ^DETAILS   OP   TAMARACK    HYDRAULIC    OLASSIPIBR. 
Abbreyiadons.— Pt=feet;  In.=iDche8;  mm.smillimeters;  Stm.  stmp.=Steam  stamp. 


I 
=1 


7     4 


3 


15  S 

230 


40 


\ht 


10 


2^ 


10 


Ut 


10 


td. 


In. 


si 
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Lerel 


V^rtjcal 
Vertical 


Vertical 


Faed, 


J  l^tm.  fltmp.  shiff^  \ 

\   4.?fl  mm.  Uj  0      \ 

I  Stm.  acmp.  Btulf,  \ 

4.76  mm.  to  t>.      \ 

Stm.  fltmp.  BtulT^  ] 

4.70  mm.   to  0, 

and     hutch    of  \ 

cover      jijij,    10 1 

t  meah  to  0.  J 

}Stm,  fltmp.  stuiTt  \ 
4, 7ft  ram,  to  0.     ( 


m 


Tons. 

m 
e»u>iPo 

About  ^ 
A bout 75 


(a)  In  a  IH-inch  plug,    (b)  Spigots  to  jigs;  overflow  to  slime  tables  by  No.  1  distribating  tank. 


In  Mills  46  and  48,  in  order  to  slacken  the  current  and  distribute  the  pres- 
sure equally  in  the  pressure  box  F,  the  hydraulic  water  is  brought  in  through 
stand  pipes  O  3  inches  in  diameter  with  easy  elbows  and  open  tops,  which  extend 
above  the  top  of  the  classifier.  The  hydraulic  water  is  fed  into  the  top  of 
these  stand  pipes  by  hydraulic  pipes  H  and  is  regulated  by  valves.  The  heights 
of  the  stand  pipes  above  the  spigots  and  the  size  of  the  hydraulic  pipes  are 
given  in  Table  221. 
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TABLE   221. — HEIGHT  OP   STAND   PIPES    AND   DIAMETER   OP   HYDRAULIC    PIPES  01 
TAMARACK   CLASSIPIER  IN   MILLS   46   AND  48. 


No.  ofSpiKotin 

a  Four-spigot 

CUuHifler. 

No.  of  Spigot  In 

Height  of  Stand 

Hydraullo  Pipe. 
Incb«9S. 

1  and  8 

lands 

8  and  4 
5  and  6 

8          4 
8          0 
8          0 

i» 

8  and  4 

The  amount  of  hydraulic  water  and  sand  for  the  dassifier  in  Mill  48  when 
treating  72  tons  of  ore  with  93,600  gallons  feed  water  in  24  hours,  is  shown  in 
Table  222. 

TABLE  222. — TAMARACK  CLASSIPIER  IN  MILL  48. 


Hydraulic  Water  Used 
per  84  Hours. 

Amount  of  Dry  Prod- 
uct Discharged  per 
84  Hours. 

First  spigot 

Gallons. 

7,559^ 
S,410 

Tons. 
80 
10 
10 
« 
80 

Third  spigot 

Fourth  suigot 

§304.  The  Dalton  Classifier. — (See  Figs.  238a-238c.) — ^This  is  a  trough 
classifier  and  is  used  in  Mill  37  as  Nos.  1  and  2  hydraulic  classifiers.    It  has 


\\€ 


FIG.  238a. — PLAN  OF  THE  DALTON  CLASSIFIER. 

fin"— T ^-^^^ 


FIG.    2386. — LONGITUDINAL    SECTION. 


FIG.  238c. — 
CROSS  SEC- 
TION. 


slots  A  for  its  three  sorting  columns,  which  run  across  the  trough  and  are 
respectively  6X1  inch,  6Xj  inch  and  6XJ  inch  in  section.  The  figure  shows 
only  three  sorting  columns,  but  as  now  used  in  the  mill  there  are  four.  The 
height  of  column  of  uniform  sectional  area  is  1}  inches  only,  but  these  columns 
are  extended  upward  in  a  wedge  form,  widening  at  an  angle  of  25°  to  a  height 
of  7J  inches.  To  prevent  a  troublesome  bank  forming  in  this  pocket  the  open- 
ing at  the  top  is  narrowed  to  2  inches  wide  by  a  piece  of  plate  iron  B  which  also 
furnishes  a  little  dam  for  holding  back  the  sand  from  passing  too  rapidly  over 
any  given  pocket.  The  width  of  each  of  the  slots  is  adjustable  by  using  a  cast- 
iron  block  C  for  one  side  of  the  opening.  The  figure  shows  this  block  only  on 
the  first  slot.  This  block  can  be  moved  toward  or  away  from  the  other  side  by 
lever  D  and  screw  E,  giving  the  slot  the  width  desired.  Below  the  slots  are 
the  pressure  boxes  F,  in  the  sides  of  which  are  the  hydraulic  and  spigot  pipes. 
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In  Mill  37  the  No.  1  classifier  treats  the  unwatered  undersize  of  No.  6  trom- 
mel with  4-inin.  round  hole,  and  No.  2  classifier  treats  the  undersize  of  No.  7 
trommel  3-mm.  round  hole.  Both  deliver  their  four  spigot  products  to  jigs 
and  their  overflows  to  box  classifiers. 

§  306.  The  Ybatman  Clasbifibb.— (See  Figs.  239a-239c.)— This  is  a  trou^ 


FIG.   239a. — LONGITUDINAL  SECTION  OP  THE  YBATMAN 
CLASSIFIES. 


a 


FIG.     239c. — 

CROSS     SEC- 
TION. 


c 


I 


3 


FIG.  2396. — ^PLAN. 

classifier  with  adjustable  slots  running  across  the  bottom.  The  width  of  the 
slots  is  varied  by  a  bevelled  gate  A  which  is  elevated  and  depressed  by  rod  B, 
thumb  screw  C  and  cross-bar  D.  The  sizes  of  the  slots  are  about  8XJ  inch 
and  9Xi  inch  and  the  height  of  the  sorting  column  is  about  2  inches.  The 
gates  being  somewhat  elevated,  serve  as  dams  to  prevent  grains  passing  by  the 
pockets  too  rapidly.    Additional  dams  E  are  put  in  between  the  pockets  to  still 


PIG.  240a. — NO.  1  HYDRAULIC  CLASSIFIER  AT  MILL  22. 
> 


c 


r 


PIG.     240c. — 

CROSS     SEC- 
TION. 


PIG.    2406. — ^PLAN. 

further  accomplish  this  result.  The  hydraulic  water  comes  in  through  the 
stand  pipe  F  under  about  2-feet  head. 

In  Mill  15,  No.  1  hydraulic  classifier  of  this  pattern  treats  the  undersize  of 
No.  3  trommel,  2.3-mm.  round  hole,  and  sends  spigot  products  to  jigs  and  over- 
flow to  No,  1  surface  current  box  classifier. 

Mill  22  No.  1  hydraulic  classifier  (see  Figs.  240a-240c),  is  a  modification  of 
the  Yeatman  classifier  in  which  the  pressure  box  is  hopper  shaped  and  the  two 
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end  walls  of  it  aie  double  walls  with  a  space  between,  in  which  the  hydranlic 
water  rises.  The  heavy  sand  falls  into  the  inner  hopper  A  and  passes  oat 
through  two  end  spigots  BB,  two  side  spigots  CO,  or  out  of  all  four.  These 
spigots  have  pluffs  and  nipples  in  them.  This  device  prevents  sand  from  fall- 
ing into  the  hydraulic  pipe  D.  The  classifier  treats  the  undersize  of  No.  3 
trommel  with  3-mm.  round  holes^  and  delivers  products  of  the  spigots  to  jigs 
and  overflow  to  No.  1  surface  current  box  classifier.  Sizing  tests  of  the  products 
of  this  classifier  are  given  in  Table  253. 

§  306.  Otheb  Hoppeb-Shaped  Shallow  Pocket  Clasbifisbs. — ^In  Mill  17, 
hopper-shaped  shallow  pocket  classifiers  are  used.  No.  1  classifier  has  one  hop- 
per-shaped pocket  (see  Figs.  241a^  2416).  This  is  fed  with  the  undersize  of 
No.  4  trommel  2  mm.  in  £ameter.  The  spigot  product  goes  to  a  jig,  the  over- 
flow to  No.  2  hydraulic  classifier.    No.  2  nydraulic  classifier  has  two  hoppers. 


PIG.  241a.  •     FIG.  2416. 

FIG.  241a. — longitudinal  section  of  no.  1 
hydraulic  classifier  in  mill  17.  pig. 
2416. — plan. 


FIG.  242a. 


pig.  242c. 


M>m 


PIG.  243. — SECTION  OF  THE 
FERRARIS  CLAS8IFIBE. 


PIG.  2426. 
FIG.     242a. — LONGITUDINAL     SECTION     OF     NO.     2 
HYDRAULIC     CLASSIFIER    IN    MILL     17.       FIG. 

2426. — PLAN.     FIG.  242c. — section  AB. 
One  is  square,  the  other  oblong,  the  latter  having  a  slot  for  its  sorting  column 
(see  Figs.  242a-242c).    It  is  fed  by  overflow  of  No.  1  hydraulic  classifier.    The 
spigots  and  overflow  all  go  to  jigs. 

The  No.  2  hydraulic  classifiers  of  Mill  48  are  shallow  pockets  with  sides 
drawing  together  and  a  T  and  plug  discharge  below,  placed  in  the  aprons  feed- 
ing the  No.  1  jigs.  The  material  which  this  treats  is  the  first  spigot  product  of 
No.  1  hydraulic  classifier  (4.76  mm.  maximum  size),  and  the  hydraulic  is  so 
regulated  as  to  draw  from  the  spigot  a  highly  concentrated  copper  product  and 
thereby  lighten  the  work  of  the  No.  1  jigs. 

§  307.  The  Ferraris  Classifier  is  used  at  Monteponi,  Sardinia.  It  con- 
sists of  a  pipe  96^  mm.  inside  diameter,  22  meters  long.  The  first  3  meters  of 
length  bends  by  a  gentle  curve  from  vertical  to  horizontal  with  a  fall  of  about 
1.5  m.  The  remainder  is  horizontal  and  straight.  Lateral  bends  would  make 
eddies  which  would  interfere  with  the  working.  At  intervals,  suitable  for  the 
jigs  and  tables,  the  sorting  columns  (see  Fig.  243),  are  placed^  taking  care  not 
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to  put  any  two  too  close  to  each  other,  1.2  m.  center  to  center  being  the  least 
distance  uiown.  The  sorting  column  consists  of  a  vertical  cylinder  A  flaring 
at  top  and  bottom,  a  removable  spigot  B  having  its  hole  tapering  toward  the 
bottom,  with  hydraulic  water  fed  into  the  annular  space  C  around  the  sorting 
column  and  brought  into  contact  with  the  pulp  by  an  annular  opening  below. 
^t  is  fed  with  the  undersize  of  a  5-mm.  screen  and  delivers  eight  spigot  products 
to  six  jigs  and  two  bump  tables,  the  overflow  going  to  a  settling  tank  outside 
the  mill.  It  receives  240  liters  of  pulp  per  minute,  containing  not  over  17.5% 
of  solid  material  which  is  the  maximum  per  cent,  the  tube  will  carry  without 
choking.  The  first  pocket  uses  60  liters  hydraulic  water  per  minute,  of  which 
40  go  down  and  out,  while  20  rise,  lifting  grains  of  2  mm.  diameter.  The 
last  pocket  uses  15  liters  hydraulic  water,  of  which  12  go  down  and  3  go  up, 
lifting  grains  of  0.1  mm.  diameter.  The  others  are  graded  between  the  two. 
The  spigots  range  from  16  mm.  diameter  for  the  first  products  to  8  mm.  diame- 
ter for  the  last.  The  total  hydraulic  water  is  300  liters  per  minute.  The  advan- 
tages claimed  are  compactness  and  the  ease  and  small  cost  of  replacing  the 
wearing  parts. 

§308.  The  Bichards  Shallow  Pocket  Htdraulio  Classifier,  designed 
by  the  author,  consists  of  a  rectangular  trough  e  (see  Figs.  244a-244c),  with 
pockets  h  in  the  bottom  and  adjustable  gates  c  dipping  into  them  to  check  the 
heavier  grains  over  each  sorting  column  d  in  series.  The  sorting  columns  con- 
sist of  vertical  iron  pipes  d  of  a  height  suflicient  for  clean  work — ^about  three 
times  their  diameter.  Screwed  to  these  pipes  are  vortex  fittings  /,  giving  a 
whirling  motion  to  the  hydraulic  water  admitted  at  h,  and  pipe  and  plug  spigots 
g,  to  discharge  the  products.  These  hydraulic  appliances,  shown  in  section  in 
Figs.  244d  and  244«,  require  fins  w  and  x  to  arrest  the  whirling  motion  below 
the  vortex  /  and  at  the  top  of  the  pipes  d,  respectively.  The  top  fins  x  are 
needed  only  when  sorting  fine  grains. 

The  sorting  columns  d,  are  furnished  with  rotation  to  give  helical  paths  to 
the  ascending  water  currents,  which  abolish  any  tendency  toward  downward 
currents  at  one  side,  carrying  light  grains  into  the  spigot  product  or  strong 
upward  currents  on  the  other  side,  lifting  over  grains  which  should  be  allowed 
to  settle.  If  any  difiBcuIty  is  found  from  too  light  grains  descending  in  the  idle 
center  of  £2/ the  difficulty  is  overcome  by  suspending  a  core  in  this  space.  Other- 
wise the  core  is  not  used.  The  diameter  of  the  sorting  column  must  be  large 
enough  to  let  the  grains,  destined  for  the  spigot,  pass  down  without  having  too' 
large  a  percentage  of  sand  over  water  in  the  column  at  any  given  time. 

Since  data  upon  the  complete  study  of  the  action  of  classifiers  used  in  the 
mills  are  not  at  hand  at  this  writing,  the  author  will  enter  at  some  length  upon 
computations  in  regard  to  this  classifier.  The  laws  and  proportions  deduced 
will  be,  in  the  main,  true  of  all  classifiers.  The  quantities  and  sizes  are  true  to 
the  best  of  the  author's  belief,  although  they  have  not  been  proved  by  .experiment 
in  all  cases. 

The  basis  on  which  the  computations  are  made  is:  (1)  That  an  ore  of  3.00 
specific  gravity  with  a  gangue  of  quartz,  specific  gravi^  2.64,  is  being  treated ; 
for  example,  an  ore  carrying  74.5%  of  quartz  and  25.5%  of  pyrite,  specific 
gravity  5.0,  would  have  a  specific  gravity  of  3.00;  (2)  that  one  volume  of  sand 
will  everywhere  need  at  least  ten  volumes  of  water  to  carry  it  in  the  trough,  in 
the  sorting  columns  and  in  the  spigots,  this  figure  being  based  on  the  ratio  shown 
by  Munroe  in  Tables  215  and  216  of  Lake  Superior  hog  trough  classifier;  (3) 
that  sufficiently  universal  for  adoption  are  McDermott's  figures  on  the  capacity 
and  yield  in  tons,  of  a  Calumet  classifier,  treating  material  that  has  passed 
through  a  iVii^ch  (4.765-mm.)  diameter  round  hole,  at  the  rate  of  60  tons  in 
24  hours,  and  having  an  overfiow  with  0.01  inch  (0.254  mm.)  maximum  diame- 
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ter  of  grain^  and  spigot  products  ranging  in  geometrical  progression  as  to  diame- 
ters between  these  values^  and  yielding  20  tons^  12  tons,  8  tons  and  5  tons  respec- 
tively, for  the  four  spigot  products  and  15  tons  for  the  overflow;  (4)  that  an 


-^A^i 


^ 


g  308 


CLA38IFIBES. 


408 


area  of  4.783  square  inches  or  3^087  sq.  mm.  (instde  section  of  a  2|-inch  pipe), 
is  sufficient  for  all  the  four  sorting  columns  of  the  average  vertical  current  classi- 
fier used  in  the  mills  to  treat  the  above  amount.  This  last  figure  is  based  upon : 
Mill  39,  No.  1  sorting  column,  4X^  inch  or  2  square  inches;  Mill  40,  No.  1. 
sorting  column,  4Xf  inch  or  3  square  inches;  Mill  42,  No.  1  sorting  column, 
4X1^  inches  or  5  square  inches;  Mill  43,  No.  1  sorting  column,  4X1  inch  or 
4  square  inches;  Mill  46,  No.  1  sorting  column,  9X^  inch  or  4.5  square  inches; 
Mill  47,  No.  1  sorting  column,  7X1  inch  or  7  square  inches.  In  regard  to  the 
sizes  of  the  second,  third  and  fourth  sorting  columns  of  the  above  six  mills, 
three  have  the  areas  in  a  decreasing  series,  one  has  the  same  size  for  all  columns, 
the  other  two  are  slightly  irregular,  but  average  up  about  the  same  throughout. 
For  reasons  which  will  be  given  later,  the  author  has  adopted  the  same  area 
throughout  for  all  his  sorting  columns.  Owing  to  the  fact  that  the  helical 
path  is  longer  than  the  direct  path  and  the  sorting  column  itself  is  longer  than 

~—- T 

Mff- 


FIG.  244«. — CB088  SECTION  ON  CD. 

FIG.       Z44d, — ^VERTICAL       SECTION      OP 
VOBTEX. 

those  of  the  above  vertical  current  classifiers,  a  3-inch  pipe  (sectional  area  7.388 
square  inches  or  4,766.5  sq.  mm.),  and  vortex  is  assumed  to  be  needed  in  this 
classifier  instead  of  a  2i-inch  pipe.  An  ore  with  lighter  specific  gravity  than 
3.00  (that  of  the  assumed  ore),  will  have  more  volume  and  will  require  an 
increase  in  sectional  area  of  the  sorting  columns  in  inverse  ratio  to  the  specific 
gravity  or  else  the  capacity  of  the  classifier  in  tons  will  have  to  be  reduced 
directly  as  the  specific  gravity. 

Using  the  above  facts  and  the  average  velocities  of  settling  of  quartz  computed 
from  Table  262,  Table  223  has  been  calculated.    Two  columns  for  the  amount 

TABLE  223. — MEASURES  OF  A  FOUR  SPIGOT  HYDRAULIC  CLASSIFIER  WITH  SORTING 

COLUMNS  OF  3-INCH  PIPE. 


RADgeofthe 

Dtemetflfs  of 

theQaarte 

QnOiis  in  the 

Pltidnct. 


£*nt  nrfgot 
Seooodspigi 
Thirds 
Fourth 


4.7»  to  S.ffiO 
9.S80  to  1.100 
1.100  to  0.689 
O.raO  to  0.9M 
0.fS4  to  0.000 


DlPBCtlOD 

of  Move* 
mentof 
GniDS. 


Fall 
FalL 
rail 
Fall. 
Rim. 


Anomit 
of 

Produet 
Mr  94 
Hour*. 


Tons. 
SO 
19 

8 

6 
15 


RWiiffVe- 
loeitjof 

Water  in 
Sortlni? 
Column 
per  Sec- 
ond. 


Mm. 
918 
104 
67 
96 


Velocity  of 

SetUinic  of 

Laiveet 

Oralnof 

Quarts  per 

Second  in 

the  Sorting 

Column. 


Mm. 
986 
114 
47 
81 


Amount  of  Riaing 
Water  per  Minute. 


Neglect- 
ing the 
Sand  in 
Sorting 
Column. 


Allowing 
for  Sand 
inserting 
Column. 


Kiloe. 
09.86 
90.74 
16.80 
7.48 


Kiloe. 
M.57 
96.18 
19.99 
6.07 


Kilofl. 

12.68 
7.68 
6.06 
8.16 
0.47 


Kiloe. 
49.10 
96.97 
16.88 
10.68 
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of  rising  water  are  givexL  The  first  makes  no  allowance  for  fhe  volnme  of  sand 
in  the  water  of  the  sorting  columns.  In  the  second  the  Yoliune  occupied  by  the 
sand  has  been  computed  assuming  that  the  mean  velocity  of  tiie  falling  grains 
in  the  sorting  column  is  half  that  of  the  fastest  grain. 

With  the  adjustments  indicated  in  the  table,  and  taking  into  account  the 
volume  of  the  sand  in  the  sorting  columns,  the  quantities  will  be  as  follows :  Ore 
treated  per  minute,  37.88  kilos  (6t)  tons  in  24  hours) ;  feed  water  per  minute, 
126.27  kilos;  rising  water  per  minute,  97.59  kilos;  spigot  water  per  minute, 
94.73  kilos;  total  water  per  minute,  318.59  kilos;  amount  of  water  per  Idlo  of 
ore,  8.410  kilos;  carrying  current  of  water  reaching  first  sorting  column  per 
minute,  126.27  kilos;  carrying  current  of  water  reacmng  second  sorting  column 
per  minute,  180.84  kilos;  carrying  current  of  water  reaching  third  sorting 
column  per  minute,  205.97  kilos;  carrying  current  of  water  reaching  fourth 
sorting  column  per  minute,  218.19  kilos;  carrying  current  of  water  reaching 
overflow  per  minute,  223.86  kilos. 

§  309.  In  regard  to  the  sizes  of  the  spigot  pipes,  theoretically,  the  diameter 
of  the  spigots  to  discharge  any  given  amount  will  depend  upon  the  head  of 
water.  The  column  of  water  pressing  at  the  aperture  of  this  classifier,  will  be 
about  20  inches  high  and  will,  theoretically,  ddiver  water  at  a  velocity  of  10.3 
feet  per  second.  Using  a  coefficient  of  efflux  of  0.75*  we  have  a  velocity  of 
7.725  feet  (2,354  nmi.)  per  second.  Computing  the  areas  of  spigots  which  will 
discharge  the  volumes,  including  weight  of  water,  plus  weight  of  ore  in  Table 
223,  we  find  that  the  diameters  of  pipe  must  be :  20.4  mm.  for  first  spigot  (about 
It  inch) ;  15.8  mm.  for  second  spigot  (about  f  inch) ;  12.9  mm.  for  third  spigot 
(about  4  inch) ;  10.2  mm.  for  fourtii  spigot  ^about  ff  inch).  Since  the  assump- 
tion of  ten  volumes  of  water  to  one  volume  of  ore  is  a  liberal  allowance,  it  follows 
that  a  temporary  increase  in  sand  can  be  carried  for  two  reasons:  First,  because 
the  spigot  can  discharge  more  sand  in  proportion  to  the  water,  and  second,  the 
water  so  crowded  out  of  the  spigot,  rises  in  the  sorting  column  and  causes  the 
sorting  to  be  more  cleanly  done.  In  case  of  an  extraordinary  flooding  of  the 
classifier  with  sand,  the  plug  can  be  momentarily  withdrawn,  as  is  done  with 
all  classifiers  having  pipe  and  plug  spigots  of  this  class. 

The  above  spigot  pipes  conform  nearly  to  those  that  are  used  in  practice,  as 
shown  in  Table  224,  only  they  are  graded  exactly,  according  to  demand,  and  to 
save  water  instead  of  being  made  according  to  pipe  sizes.  In  every  case  the 
diameter  of  the  spigot  in  order  that  the  grains  shall  not  stick  should  be  at  least 
three  times  the  diameter  of  the  maximum  grain  that  it  has  to  discharge.  In 
most  instances  the  diameters  will  have  to  be  larger  than  that,  to  be  able  to  dis- 
charge tiie  required  quantity. 

TABLE  224. — ^DIAMETEBS  OF  SPIGOTS  IN  BOMB  OF  THB  MILLS. 


HUlMa 


4S 


Dtameterof 
First  Spigot 


Diameter  of 
Second  Spigot. 


Inches. 


Inches. 


IMuneterof 
Third  Spigot 


Inches. 


Dismeterof 
Fourth  Spigot. 


Inches. 


Beferring  to  Table  223,  it  will  be  seen  that  while  the  last  spigot  only  dis- 
charges \  as  much  sand  as  the  first,  the  rate  of  settling  of  this  last  product  is 
about  i  that  of  the  first  product.  It  follows  that  with  sorting  columns  of  the 
same  area,  the  pulp  in  the  last  column  will  have  to  be  about  twice  as  thick  a« 
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that  in  the  first  column.    It  does  not,  therefore,  seem  wise  to  diminish  the  areas 
of  the  later  sorting  columns  and  thus  require  the  pulp  to  be  thicker  still. 

For  comparison  with  the  3-inch  pipe  for  sorting  column  which  is  adopted 
in  the  above  discussion.  Table  225  has  been  computed  to  show  what  the  yield 
would  be  if  smaller  or  larger  pipes  were  used  for  the  sorting  columns.  The 
mill  work  on  other  classifiers  together  with  laboratory  tests  on  small  sizes  of  this 
classifier  indicate  that  these  figures  can  be  reached.     The  classifier,  however,  to 

TABLE  225. — ^ESTIMATED  CAPACITIES  OF  THE  RICHARDS  CLASSIFIER  WITH  DIFFER- 
ENT  SIZES  OF  SORTING   COLUMNS. 


Diameter  of 

Maximum 

Grain  of  Quarts 

in  Product. 

Mm. 

Diameter  of  Sorting  Columni,  in  Incbet. 

nwlgnationotProdnet 

1 

IH 

m 

8 

9H 

S     1     8^ 

4 

Products  Yielded  per  U  Hours,  in  Tons. 

FlntsDteot 

4.785 
9.S80 
1.100 

o.ssm 

0.854 

«.8S 
1.40 
0.08 
0.58 
1.75 

4.06 

i.es 

is 

6.68 
8.81 
8.81 
1.88 
4.14 

8.09 
6.46 
8.08 
8.27 
6.81 

18.0 
7.77 

9.78 

80 

18 
8 
6 

16 

88.8 
16.1 
10.7 
6.70 
80.1 

84  5 

fbmnndfiniirot* ***        "  **'* 

90  7 

Foarth  spigot.  V.'.V.' '.V.I! ! ! ! 
Ovwflow 

188 

8.69 
85.9 

Tbtal 

0.08 

18.16 

16.50 

87.26 

88.01 

60 

80.4 

108  68 

do  these  amounts  has  to  sacrifice  the  quality  of  the  work.  For  example  tests 
have  been  made  on  some  limonite  tailings  from  Mill  5.  These  were  almost 
all  below  1.5  mm.  in  size  and  almost  all  of  the  fines  had  been  removed  so  that 
the  feed  contained  less  than  10%  below  0.159  mm.  Estimating  from  Table 
225  it  seems  that  a  l^-inch  sorting  column  ought  to  treat  this  stuff  at  the  rate 
of  perhaps  5  tons  in  24  hours.  Table  226  gives  tiie  quality  of  the  work  for 
different  rates  of  feed  and  shows  how  the  quality  improves  with  the  slower 
rates  of  feed.  The  one  current  tubular  classifier  in  this  table  is  taken  as  stand- 
ard of  very  nearly  perfect  work.  In  no  case  was  there  anything  in  the  spigot 
product  below  0.159  mm. 

TABLB  226. — ^RESULTS  OF  0LA88IFYINO  LIMONITB  OBB. 


Bidisrds*  Classlfler  with  l^inch 
Sorting  Oolumn. 


A  ODe>Current 
Tubular  C 
sifler. 


Bnto  of  feed  tn  tons  per  84  liours. 
Analysis  of  feed  in  per  eent  iron.. 
Amount  of  spigot  product  in  per  oent. . 


Analysis  of  spuot  in  per  oent  iron 

Far  cent,  of  spiJKOt  throogli  0.S71  on  0.87D  mm.. 
Per  cent,  of  spiirot  throiurh  0.t70  on  0.180  mm. , 


1.06 
40.M 
SO 
48.48 

0.9 
0 


S.11 
40.88 
85 
47.88 

0.0 
0 


8.17 
40.88 
88 
48.80 

0.6 
0 


6.84 
40.88 
87.6 
46.05 
4.1 
1.8 


40.88 
80 

48.81 

0.6 

0 


For  use  in  this  work.  Table  227  has  been  computed  to  show  the  dimensions  in 
millimeters  of  various  sizes  of  iron  pipe. 


TABLB 


— ^IRON  PIPE. 


Trade  Sisf 
of  Pipe. 

Inside 

Diameter. 

InsidaArea. 

Outside  Diameter. 

Outside  Area. 

Velocit  y  p»»r 
f^econdduetol 
Kflo  of  Water 

per  Mtnute. 

Indies. 

Inches. 

Km. 

6q.  Mm. 

Inches. 

Mm. 

Sq.  Mm. 

Mm. 

'  1 

o.sro 

6.888 

86.96 

0.406 

10.89 

88.16 

461.0 

0.864 

0.146 

60.69 

0.540 

18.79 

147.8 

958.7 

:ii 

0.484 

18.66 

188.79 

0.675 

17.15 

881.0 

184.7 

|!' 

0.688 

16.065 

194.66 

0.840 

81.84 

887.7 

86.6 

H 

0.884 

80.885 

844.85 

1.050 

96.67 

6S8.6 

48.4 

1 

1.048 

86.68 

866.68 

1.815 

88.406 

876.4 

90.8 

\^ 

1.880 

85.065 

965.4 

1.660 

48.17 

1,896.7 

17.8 

1.6T0 

40.» 

1,815.4 

1.900 

48.966 

1,889.6 

18.7 

8 

8.007 

68.506 

8,165.6 

8.875 

60.38 

8.858.6 

7.7 

SH 

8.468 

68.69 

8,087.8 

8.875 

78.04 

4.190.0 

5.4 

8 

8.087 

77.90 

4,766.5 

8.600 

88.90 

6.807.8 

8.6 

^ 

8.548 

90.18 

6,880.5 

4.000 

101.60 

8,118.5 

8.8 

4 

.   4.086 

108.87 

8,815.5 

4.500 

114.88 

10,964.6 

8.0 
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In  regard  to  the  proportiooB  of  the  pockets  in  the  trough,  the  depth,  the 
width  and  the  space  between  the  gate  and  dam  should  all  be  not  less  than  twice 
the  diameter  of  the  sorting  column.  The  gate  should  dip  at  least  one  indi 
below  the  level  of  the  top  of  the  dam  to  prevent  coarse  stun  from  passing  over. 
The  area  between  the  gate  and  the  dam  is  preferably  square  and  its  size  is  cal- 
culated so  that  the  carrying  current  plus  the  hydraulic  water  will  have  a  velocity 
about  equal  to  the  rising  velocity  of  the  water  in  the  sorting  column.  For 
example  the  second  pocket  has  a  carrying  current  coming  to  it  of  180.84  kilos 
per  minute  and  a  hydraulic  current  of  25.13  kilos,  total  205.97  kilos.  To  give 
this  a  velocity  of  104  mm.  per  second  (the  velocity  in  the  second  sorting  column) 

i.       ^x.                      t               *•        .205.97X1,000,000      ^^^^^ 
it  must  have  an  area  of  cross  section  of iQ4.xfio  —  ®^  33,008  square  mm., 

which  corresponds  to  a  square  of  182  mm.  or  about  7  inches.  This  rule  would 
give  the  thira  and  fourth  pockets  such  great  size  and  lose  so  much  head  that 
less  dimensions  are  used.  JPrecedent  for  this  is  found  in  the  classifiers  in  use 
in  the  mills.  The  area  between  the  gate  and  the  entering  side  of  the  pocket 
should  increase  from  the  first  to  the  lart  pocket  somewhat  faster  than  the  volume 
of  the  carrying  current  increases.  The  slope  of  the  troughs  between  pockets 
should  be  \  inch  per  foot.  This  will  also  I>e  sufScient  for  the  feed-sole  except 
where  the  ore  is  heavy  or  coarse  in  which  case  a  greater  slope,  even  up  to  3 
inches,  may  have  to  be  used,  or  else  the  quantity  of  carrying  current  will  have 
to  be  increased  beyond  the  ratio  of  10 : 1.  The  capacity  of  the  classifier  de- 
creases in  proportion  to  the  size  of  the  feed.  Thus  if  the  stuff  was  2.289  mm. 
maximum  size,  then  the  capacity  of  a  classifier  with  3-inch  sorting  columns  would 
be  reduced  by  20  tons  (the  amoimt  of  the  first  spigot  product  in  Table  225), 
leaving  a  capacity  of  only  40  tons. 

Table  228  shows  a  sizing  test  of  Newfoundland  chromite  ore  with  serpentine 
gangue,  crushed  by  rolls  through  20  mesh  and  sorted  in  small  Richards  hydraulic 
classifier  with  three  spigots.    This  classifier  probably  did  as  good  work  as  can 


TABLE 


, — SIZING   TB8T   OK    PRODUCTS    OF    BICHABDS    HYDBAULIO    CLASSIFIER. 


Feed. 

First  Spigot 

Second  Spigot 

Third  Spigot 

Orerflow. 

On  90medi(aX 

U 

90.56 

14.84 

19.89 
0.87 
9.06 

10.08 
8.00 
4.08 

16.96 

U 

18.66 
6.49 

8.78 
1.86 
0.68 
0.96 

0.10 

o!5, 

7.91 
6.09 
9.51 
7.88 
8.87 
8.80 
0.88 

[         0.78 

U 

0.07 
0.96 
0.64 
1.19 
9.09 
6.10 
1.49 

6.69 

^0 

Throng  SOon  SOmedi 

Throufrh  80 on  iOmeth 

Tlurousrh  40  on  60mMh 

Throuffli  60on  00 mesh 

Through  00  on  80  mesh 

Throuirh  100  on  190  mesh 

Through  IK)  on  140  medi 

Through  140  medi 

0.09 

0.06 

0.07 

0.18 

0.07 

.    0.60 

0.10 

\          0.06 

1        16.01 

Tbtal 

100.06 

96.10 

40.99 

17.90 

16.09 

99!77 

(a)  For  actual  sises  of  holes  in  these  sleveif  nee  Table  968. 

be  expected  of  a  commercial  classifier.  The  average  grain  of  the  first  spigot  is 
30  mesh,  that  of  the  second  is  between  40  and  50  mesh,  that  of  the  third  is 
between  80  and  100,  and  that  of  the  overflow  finer  than  140  mesh. 

Figs.  244/  to  244%  show  an  annular  form  of  the  Richards  classifier  which  is 
used  to  treat  all  the  limonite  tailings  in  Mill  5.  During  a  particular  run  of 
seven  days  it  treated  61.5  tons  per  24  hours  of  stuff  which  had  not  over  6% 
larger  than  1.5  mm.  and  less  than  10%  smaller  than  0.159  mm.  The  feed  con- 
tained 42.08%  iron,  the  spigot  product  or  concentrates  which  amounted  to  26.19 
tons  per  24  hours  contained  45.56%  iron  and  the  tailings  contained  38.47% 
iron  (see  also  Table  226,  giving  results  of  laboratory  tests  on  another  batch  of 
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FIG.  244/.— VERTICAL  SECTION  OF  RICHARDS  ANNULAR  CLASSIFIER  USED  IN  MILL  6. 


FIG.  244^. — HALF  PLAN  SHOWING  TOP  OF  CORE  AND  CIRCULAR  OVERFLOW  TROUGH. 


FIG.  244A. — ^SECTION  AB, 
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the  same  stuff).     The  special  advantage  of  this  form  is  its  compactness,  the  area 
of  its  annular  sorting  column  being  48  square  inches,  or  equivalent  to  seven 
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the  same  velocity  in  all  the  jets  H. 
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II.  Thb  Deep  Pocket  Hydraulio  Classifisbs. 

§  310.  Genebal. — ^These  are  used  in  many  instances  to  do  the  same  work  as 
the  shallow  pocket  classifiers^  but  as  a  rule,  the  stuff  fed  to  them  is  finer,  and 
the  pockets  are  of  considerably  larger  size  and  connected  by  troughs  or  launders. 
The  pockets  are  graded  in  series,  the  earlier  being  smaller,  the  later  larger.  In 
them  the  volume  of  the  pocket  is  so  large  in  comparison  with  the  section  of  the 
carrying  current  in  the  connecting  launder,  that  the  opportunity  for  retardation 
\B  enormously  increased,  probably  far  beyond  the  necessities  of  the  case.  They 
are  made  in  a  variety  of  forms.  They  may  be  cones  of  plate  iron,  cast  iron,  or 
vitrified  clay,  V  boxes,  rectangular  boxes,  or  hopper-shapea  boxes  (pointed  boxes), 
all  of  wood.  In  them,  moderately  fine  material  is  subjected  to  the  action  of  a 
hydraulic  current,  the  province  of  which  is  to  prevent  the  fine  slime  from  enter- 
ing the  earlier  spigots.  These  appliances  are  none  of  them  really  satisfactory 
in  their  action.  There  is  a  fundamental  difficulty  in  their  way  which  prevente 
good  work,  which  depends  upon  the  fact  that  the  hydraulic  current,  after  rising 
through  the  sorting  column,  enlarges  rapidly  in  area  and  hence  decreases  in 
velocity.  If  they  are  run  on  Eittinger's  spitzkasten  principle,  that  is,  fed  with 
a  horizontal  current  on  the  basis  that  the  heavier  grains  will  settle  out  and  the 
lighter  grains  overflow,  a  body  of  material  will  report  at  the  sorting  column 
below,  made  up  of  two  classes  of  grains,  those  that  are  heavy  enough  to  face  the 
hydraulic  current,  and  those  that  are  not.  The  former  will  descend  and  go  out 
at  the  spigot  as  they  should;  the  latter  will  fail  to  go  out,  but  since  these  are 
heavy  enough  to  settle  in  the  box,  but  not  heavy  enough  to  go  out,  they  will 
collect  until  a  considerable  bank  forms  which  will  either  have  a  convulsion  and 
go  down  in  a  mass  into  the  spigot,  where  it  does  not  belong,  or  it  will  stay  and 
paralyze  the  work  of  the  apparatus.     Either  is  bad. 

The  usual  way  of  overcoming  this  unfortunate  condition  of  things  is  to  give 
up  the  Rittinger  horizontal  current  and  use  instead  a  plunging  current,  wnich 
continually  descends  to  the  bottom,  breaks  up  the  bank  and  keeps  the  whole  pulp 
cofntinually  stirred  up.  The  grains  which  would  naturally  form  the  bank  are 
forced  to  rise  and  go  over  into  the  next  compartment.  But  this  advantage  is 
gained  at  the  expense  of  poorly  cleaned  spigot  products,  some  fines  being  carried 
down  by  the  plunging  current. 

§  311.  Browne  Hydrometrio  Conical  Sizer. — (See  Figs.  245a  and  2452^.) 
— ^This  is  a  classifier  in  which  the  carrying  current  is  allowed  to  fall  nearly  verti- 
cally into  the  first  of  a  series  of  four  cones  A  connected  by  short  launders  or 
troughs  B.  It  then  passes  in  succession  over  the  second,  the  third  and  the  fourth 
cone.  The  sorting  columns  C  are  at  the  apices  of  the  cones  and  are  short, 
vertical  pipes  up  through  which  the  hydraulic  water  passes.  For  each  cone  one 
dial  cock  V  furnishes  a  graduated  quantity  of  hydraulic  water,  and  a  second 
cock  E  regulates  the  quantity  of  water  to  be  let  out  with  the  sand  through  the 

table  229. — ^DIMENSIONS  OP  BROWNE  SlZER. 
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spigot.  These  three  parts  are  connected  by  tee  fittings.  The  dimensions  of  the 
apparatus  are  given  in  Table  229. 

The  cones  and  connecting  launders  are  made  of  vitrified  clay  1^  inches  thick. 
The  sorting  columns^  tees,  spigots,  and  hydraulic  pipes  are  all  of  iron.  No  de- 
flectors are  used.  The  overflows  of  the  last  three  cones  are  on  the  same  levels 
as  their  feeds.  The  whole  fall  from  the  top  margin  of  the  first  cone  to  the 
outlet  of  the  fourth  spigot  is  2  feet  9^  inches. 

This  classifier  is  designed  for  pulp  passing  through  a  30-me8h  screen,  and  it 
should  not  be  required  to  deliver  its  finest  spigot  with  maximum  grain  finer 
than  100  mesh.  It  is  claimed  that  it  does  its  best  work  in  preparing  pulp  for 
Frue  vanners.  On  the  other  hand,  mill  men  do  not  favor  using  classifiers  before 
vanners,  on  account  of  the  dilution  of  the  pulp,  and  of  the  fact  that  they  intro- 
duce a  serious  element  of  uncertainty  into  the  rate  of  feeding. 

The  manufacturers  recommend  one  set  of  cones  for  10  stamps,  to  treat  15  to  35 
tons  per  24  hours.  One  set  of  four  cones  at  the  Columbia  mill,  Marshall  Basin, 
Colorado,  treats  30  to  35  tons  of  stuff  crushed  through  20  mesh  per  24  hours. 
Bernard  McDonald  reports  a  set  of  four  cones  treating  30  tons  of  stuff  through 
30  mesh  per  24  hours.  He  uses  a  dead  box  to  feed  the  ore  quietly  to  the  first 
cone.  For  the  spigots  he  uses  a  piece  of  hose  2  inches  in  diameter,  with  a  clamp 
attached,  to  replace  the  dial  cocks  which  soon  become  leaky  from  wear.  He 
gives  sizing  tests  of  the  spigots,  as  shown  in  Table  230.    This  cannot  be  said  to 


TABLB  230. — SIZING 

OF  PBODUCTS  OF  BBOWNB  SIZBR. 

First  Spigot 

Second  Spigot. 

Third  Spigot 

Fourth  Spigot       Orertow. 

Weights  of  the  Products  in  Foondi  per  Twenty-four  Hours. 

18.500 

14.400 

14,988 

8,120                   7,378 

SiEizig  Ttet  of  Products. 

Throusti   80  OB   40  mefeh 

Thitmgh   40  on    00  mesh 

ft.orjc 

8.44 
5.88 
7.07 

11.04 
0.48 

58.85 

8.78JJ 
81.44 

4.80 
13.04 
10.08 
10.89 
84.50 

8.5QIC 
6.85 
18.88 
19.44 
90.88 
89.49 

9.89)^ 

9.97 

8.91 

94.90 

91 .94 

89.Tr 

Through   60  on   80  meth 

Throufch    60  on  100  mesh 

Through  100  on  190  mesh 

Through  190  on  150  mesh 

Through  160  mesh 

18.15 
18.71 
09  96 

100.01 

100.01 

99.90 

90.96 

100.01 

be  good  classification^  for  the  average  diameter  of  grain  in  the  first  spigot 
product  is  smaller  than  that  in  the  second,  and  further,  the  first  spigot  contains 
too  much  fines  and  the  later  spigots  too  much  coarse  material.  This  is  probablj 
a  fair  illustration  of  the  imperfection  of  the  deep  pocket  classifiers. 

Mill  86  uses  a  Browne  Hydrometric  Conical  Sizer  which  has  but  three  cones 
with  inner  diameters  13^,  14^  and  16  inches  respectively.  It  is  fed  with  the 
undersize  of  No.  6  trommel  with  square  holes,  0.0346  inches  (0.88  mm.),  or 
practically,  ^  inch.  The  three  spigots  go  to  Nos.  1,  2  and  3  Gilpin  County 
bumping  tables  respectively.  The  overflow  goes  to  a  canvas  table  6X10  feet, 
but  it  is  too  variable  for  good  work  on  account  of  imperfections  in  the  mounting. 

§  312.  In  Mill  18,  No.  1  Hydraulic  Classifier  has  two  cones  A  and  B 
with  60**  angle  (see  Fig.  246).  The  first  is  2  feet  6  inches,  the  second  4  feet 
6  inches  in  diameter.  The  third  cone  C,  which  follows,  having  no  hydraulic, 
is  described  in  another  place  (see  §  334).  The  application  of  the  hydraulic  in 
these  two  cones  is  by  placing  a  small  cone  D  near  the  bottom,  rising  vertically 
toward  the  apex  of  which  is  fed  the  hydraulic  water  E.  The  effect  of  this 
arrangement  is  to  make  a  pressure  box  of  the  space  beneath  the  little  cone  and 
a  sorting  column  of  the  annular  opening  ^  inch  to  1  inch  wide  between  its  base 
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and  the  wall  of  the  large  cone.  The  heavier  grains  which  pass  down  are  dis- 
charged at  the  spigot  F  below.  The  cones  are  fed  through  steeply  sloping  feed 
soles/  the  ends  of  which  are  elevated  5  inches  above  the  level  of  the  overflows. 
The  little  inverted  cone  was  mounted  on  a  vertical  shaft  with  a  pulley  0  for 
applying  a  rotary  motion  to  it,  but  the  rotation  was  given  up.  This  classifier 
is  fed  with  the  undersize  of  No.  4  trommel  with  10-mesh  cloth  screen  and  holes 


FIG.     246. — SECTION     OF     NO.      1     HY- 
DRAULIC   CLASSIFIER    IN    MILL    18. 


FIG.  247a. — ^PLAN  OF  NO.  2  HYDRAULIC 
CLASSIFIER    IN    MILL   85. 
A 


FIG.    247c. — CROSS   SECTION  AB. 


FIG.    2476. — LONGITUDINAL   SECTION. 


0.061  inch  (1.30  mm.),  in  size.     It  delivers  spigots  to  jigs  and  overflow  to  No.  1 
whole  current  box  classifier. 

§313.  Rittinger's  Pointed  Boxes  with  Ascending  Current**  consist  of 
a  series  of  pointed  boxes  in  each  of  which  there  is  a  vertical  descending  hydraulic 
water  pipe  widening  into  a  mushroom  shape  at  its  lower  end,  forming  a  pent-up 
space  or  pressure  box  beneath  it  and  an  annular  sorting  column  around  it. 


412 


OEB  DBE88ING. 


313 


In  Mill  86,  No.  2  Hydraulic  Classipieb  (see  Figs.  247a-247c),  has  two 
deep  hopper-shaped  pockets  which  are  built  in  a  V-shaped  trough  with  sides 
widening  from  the  feed  end  toward  the  tail  end.  Each  pocket  has  a  1-inch  T 
and  plug  discharge  below.  It  is  fed  with  battery  pulp  after  it  has  passed  over 
amalgamated  plates.  The  spigot  products  go  to  bumping  tables  and  the  over- 
flow to  waste. 


PIG.     248a. — PLAN     OP     A     HYDBAULIG  OLASSIPIEB  PROM   LIKKSNBACH. 
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PIG.  248&. — LONGITUDINAL  SECTION.      FIG.  248c. — CROSS  SECTION  ON  AB, 

LiNKENBACH  describes  a  classifier  for  treating  1^-0  mm.  stuflp  at  the  rate  of 
800  liters  pulp  per  minute  (see  Figs.  248a-248c). 

Linkenbach  also  gives  a  device  for  saving  height  by  using  two  series  of  six 
hoppers  each,  side  by  side,  instead  of  one  series  of  three.  The  total  width  and 
capacity  are  the  same  as  in  the  last,  but  the  height  is  only  half  as  great.  The 
Nos.  1  and  2  spigots  of  both  sets  go  together,  the  Nos.  3  and  4  also,  and  the 
Nos.  5  and  6,  making  therefore  three  products  as  in  the  preceding  case. 
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Wengler  and  Lowe's  Classifier  consists  of  five  pointed  boxes  differing 
from  the  last  in  having  long  vertical,  tubular  sorting  columns  and  T  and  plug 
or  goose  neck  spigots.  It  treats  l^-mm.  pulp  from  gravity  stamps  at  the  rate 
of  1,080  liters  per  minute,  containing  18.2  kilos  of  solid  material,  and  yields: 
First  spigot,  76.5  liters  per  minute,  containing  4.9  kilos  solid  material;  second 
spigot,  72.0  liters  per  minute,  containing  3.1  kilos  solid  material;  third  spigot, 
65.2  liters  per  minute,  containing  2.1  kilos  solid  material;  fourth  spigot,  45.0 
liters  per  minute,  containing  1.55  kilos  solid  material;  fifth  spigot,  39.3  liters 
per  minute,  containing  1.35  kilos  solid  material ;  overflow,  782  liters  per  minute, 
containing  5.20  kilos  solid  material ;  total,  1,080.0  liters  per  minute,  conteining 


FIG.  249a. — PLAN  OF  NO.  1  HYDRAULIC  CLASSIFIER    IN   MILL  21. 


FIG.   2496. — ^LONGITUDINAL  SECTION. 


FIG.   249c. — SECTION  AB, 


18.20  kilos  solid  material.  The  ore  was  from  the  Himmelfahrt-fund  mine  at 
Freiberg,  and  contained  argentiferous  galena,  blende,  iron  pyrites,  copper  pyrites, 
arsenical  pyrites  and  quartz. 

In  Mill  21,  No.  1  Hydraulic  Classifier  consists  of  three  rectangular  hop- 
pers, each  one  larger  than  its  predecessor  (see  Fig.  249a-249c).  It  is  fed  by  the 
undersize  of  No.  3  trommel,  12  mesh  with  0.048-inch  (1.22-inm.)  hole  and 
treats  from  18  te  28  tons  in  24  hours.  The  first  two  spigot  products  go  to  jigs, 
the  third  to  a  slime  table  and  the  overflow  to  waste.  The  overflow  is  5%  of  the 
total  tailings  of  the  mill. 

The  No.  2  hydraulic  classifier  of  Mill  -21  consists  of 
one  hopper,  3  feet  square  and  32  inches  deep.  The  sides 
are  vertical  for  3  inches  from  the  top  and  then  slope  68**. 
It  receives  from  a  Huntington  mill  pulp  which  has  passed 
through  a  slot  ^  inch  (0.635  mm.)  wide,  at  the  rate 
of  15  tons  per  24  hours.  Ite  spigot  is  divided  between 
No.  5  and  No.  6  jigs  and  its  overflow  goes  to  slime  tables. 
In  Mill  87,  No.  1  Classifier  (see  Fig.  250),  is  a  hop- 
per 30  inches  long,  24  inches  wide  and  about  21  inches 
deep,  coming  to  a  short  edge  below,  with  a  vertical  rising 
hydraulic  pipe  C  1  inch  in  diameter,  and  three  side  nip- 
ples for  the  spigots.  One  A  is  of  1-inch  pipe  close  to  the 
hydraulic,  the  other  two  B  are  of  2-inch  pipe  6  inches 
above  the  hydraulic.  The  apex  angle  of  the  hopper 
is  about  60  degrees.  It  is  fed  with  the  undersize  of  No.  4  trommel,  12  mesh. 
The  spigots  go  to  jigs  and  the  overflow  to  vanners. 


fig.  250. — section 

OF  NO.  1  hy- 
draulic classi- 
fier IN  mill  87. 
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§314.  Ik  Mill  24,  No.  1  Classifier  (see  Figs.  251a-251c),  consiBts  of  a 
rectangular  part,  29  inches  long,  14  inches  wide  and  14  inches  deep,  with  two 
hoppers  in  the  bottom,  each  14^  inches  long,  14  inches  wide  and  10  inches  deep. 
The  sides  of  the  hoppers  slope  55^  and  the  ends  53^.  The  feed  launder  A  is 
7  inches  wide  and  10  inches  deep,  entering,  therefore,  4  inches  above  the  top  of 
the  hoppers.  The  overflow  spout  £  is  7  inches  wide  and  12  inches  deep,  or  2 
inches  above  the  top  of  the  hoppers.  At  10  inches  above  the  apex  of  the  first 
hopper,  or  at  the  level  with  the  top  of  the  hopper,  is  a  rose  C  (see  also  Fig.  251c), 
consisting  of  a  T  end  to  a  vertical  1-inch  hydraulic  pipe,  and  running  across  the 
current,  having  seven  jets  discharging  vertically  downward  toward  the  apex  of 
the  hopper,  in  which  is  a  cast-iron  block  D  If  inches  thick,  to  take  the  wear.  A 
verticu  baffle  plate,  E  running  across  the  separator  6  inches  from  the  feed  end, 
extends  down  to  the  top  of  the  first  hopper.  The  second  hopper  has  neither 
hydraulic  nor  baffle  plate.  The  first  hopper  has  two  discharge  spigots  F  |  inch 
in  diameter  with  centers  Z\  inches  above  the  top  of  the  iron  block.  The  second 
has  one  spigot  0  1\  inches  in;  diameter,  near  the  apex.    The  classifier  is  fed  with 
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no.  261a. — ^plak  of  no.  1  hy- 
dbaulic  olassifieb  in  mill  24. 


n^ 

fig.  251c.^bo8B. 


FIG.  2516. — section  on  HK. 


the  undersize  of  No.  3  trommel,  3  mm.-O,  and  sends  its  three  spigots  and  one 
overflow  to  jigs. 

In  Mill  88,  No.  1  Classifier  (see  Figs.  252a-252c),  is  a  hopper-shaped 
box  with  a  flat  bottom.  The  pressure  box  A  is  partitioned  off  below  by  four 
shields  B  mitered  together  at  the  comers,  sloping  at  a  less  angle  than  the  sides 
of  the  hopper.  Between  these  four  shields  is  left  the  slot  V  for  the  sorting 
column.  The  hydraulic  is  of  f-inch  pipe,  and  two  spigots  are  used,  \  inch  and 
f  inch  in  diameter  respectively.  The  overflow  current  is  confined  between  the 
wall  of  the  hopper  and  a  shield  D  placed  parallel  to  it  and  extending  to  a  dis- 
tance of  12  inches  below  the  surface  of  the  water.  This  aids  in  the  prevention 
of  the  formation  of  a  bank  by  lifting  out  heavier  particles  than  would  otherwise 
rise.  The  feed  is  the  undersize  of  No.  3  trommel,  10-mesh  wire  doth.  The 
spigots  go  to  jigs,  the  overflow  to  No.  2  hydraulic  clasifier,  which  is  like  this, 
except  that  it  has  only  one  spigot  of  ^-inch  pipe,  which  delivers  its  product  to 
a  jig.    The  overflow  is  used  as  feed  water  for  stamps. 

The  No.  3  Classifier  of  Mill  88  differs  from  the  preceding  iii  that  it  is 
fed  at  both  ends  and  overflows  at  the  middle  of  one  side  (see  Figs.  253a-253c). 
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The   dot  is  6XJ   inch.     It   is  fed  with  pulp   from  stamps  through  ^-inch 
(0.635-mm.)  screen  and  it  delivers  its  spigot  to  a  jig  and  oYerflow  to  a  vanner. 


FIG.  252a. — PLAN  OF  NO.  1 
HYDRAULIC  CLASSIFIER  IN 
HILL  88. 


FIG.   2526. — ^LONGITUDINAL 
8S0TI0N. 


FIG.  252c. — CROSS 
SECTION. 


Ik  Mill  39,  No.  3  Hydraulic  Classifier  is  a  hopper  23  inches  square  at 
the  top,  4  inches  square  at  the  bottom,  and  21  inches  deep.    The  overflow  spout 


FIG.  253a. — PLAN  OF 
NO.  3  HYDRAULIC 
CLASSIFIER  IN  MILL 
88. 


FIG.     2536. — LONGITU- 
DINAL SECTION. 


FIG.    253c. — CROSS 
SECTION. 


is  ^  inches  deep,  14  inches  wide,  and  the  overflow  stream  is  3  inches  deep. 
The  pressure  box  is  partitioned  off  by  two  shields  sloping  downward  toward  each 
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other,  leaving  a  slot  1^X4  inches  for  a  sorting  column,  4  inches  above  the  bot- 
tom. These  two  shields  extend  about  half  way  up  on  the  two  ends.  The  length 
of  the  slot  is  across  the  classifier.  A  hydraulic  pipe  1^  inches  in  diameter,  two 
1^-inch  nipples  and  plugs  with  ^-inch  spigots,  complete  the  apparatus.  The 
slope  of  all  four  sides  is  65**.  There  are  two  of  them  and  they  are  fed  with 
Huntington  mill  pulp,  2^  mm.-0.  The  spigots  go  to  jigs  and  the  overflow  tc 
No.  4  hydraulic  classifier. 

In  Mill  39,  No.  4  Hydraulic  Classifieb  is  similar  to  No.  3  hydraulic  classi- 
fier,  except  th^t  it  is  31  inches  long  at  the  top,  29  inches  wide,  and  about  28 
inches  deep.  The  overflow  is  7  inches  deep  and  18  inches  wide.  It  has  but  one 
spigot.  The  spigot  product  goes  to  a  jig  and  the  overflow  to  No.  2  whole  current 
box  classifier. 

The  Dodge  Sizing  Box,  made  by  the  Parke  &  Lacy  Co.,  is  in  principle  the 
same  as  the  above.  The  chief  difference  lies  in  the  fact  that  it  has  a  pyramidal 
stopper  in  the  slot  by  raising  or  lowering  which,  the  cross  section  of  the  sorting 
column  can  be  decreased  or  increased. 

LiNKENBACH  givcs  a  classificr  consisting  of  widening  hoppers  a  (see  Figs. 
254a-254c),  three  in  number,  with  pressure  box  h  and  dot  d  for  the  hydraulic 
columns.  The  slots  run  lengthwise  and  are  8^X1^  inches  for  the  first  two,  and 
9X1^  inches  for  the  last.  The  width  at  the  receiving  end  is  14^  inches  and  at 
the  overflow  is  47  inches.  The  total  length  of  the  apparatus  is  93  inches  and  it 
treats  600  liters  of  pulp  per  minute. 

§315.  James  Cabkeek  Classifier. — In  this  classifier  the  whole  length  is 
occupied  by  pockets.  The  carrying  current  in  every  case  plunges  into  the  next 
pocket.  The  pockets  are  deep  with  practically  hopper  bottoms  terminating  in 
slots  for  sorting  columns.  As  used  in  Mill  40,  No.  1  hydraulic  classifier,  the 
slots  are  4X}  inch,  4X.f  inch,  4Xi  inch  and  4X|  inch  respectively,  and  all  are 
2  inches  high.  The  spigots  are  f ,  ^,  f  and  \  inch  in  diameter  respectively,  and 
all  the  hydraulic  pipes  are  1  inch  in  diameter.  Its  construction  is  well  shown 
in  Figs.  2556k255&.  It  treats  the  undersize  of  No.  4  trommel  with  3-mm.  round 
holes.  The  spigots  go  to  jigs  and  the  overflow  to  No.  1  whole  current  box  classi- 
fler.  The  No.  2  hydraulic  classifier  in  Mill  40  is  similar  to  the  No.  1,  but  has 
only  two  pockets.  It  treats  the  undersize  of  No.  5  trommel  3  inm.-0  and  sends 
spigots  to  jigs  and  overflow  to  No.  1  whole  current  box  classifler.  Some  idea 
of  the  work  done  by  this  classifier  may  be  gained  by  reference  to  a  sizing  test 
of  jig  tailings  (see  §462). 

Fraseb  &  Chalmers  Hydraulio  Classifier  is  a  hopper  with  a  pocket,  21 
inches  long,  12  inches  wide  at  the  top  and  %\  inches  square  at  the  bottom,  and 
13  inches  deep,  with  ends  sloping  66®  and  sides  sloping  46°,  having  an  adjust- 
able baffle  plate  across  the  stream,  3f  inches  from  the  receiving  end,  ana  an 
overflow  spout  2  inches  deep  and  12  inches  wide.  A  T  and  plug  spigot  is  used 
with  a  sorting  column  of  1^-inch  pipe,  or  larger,  hydraulic  pipe  1^  inches  in 
diameter,  and  spigot  nipple  \  inch,  or  larger.  They  recommend  a  low  head  for 
the  hydraulic.  This  sorting  column,  to  be  on  a  par  with  mill  practice,  treating 
perhaps  60  tons  per  24  hours,  would  probably  have  to  be  as  large  as  2^-inch  or 
3-inch  pipe. 

§  316.  Deep  Double  Trough  Classifiers. — A  hydraulic  classifler  shown  by 
Rittinger,  also  the  Altenberg  classifier  and  another  of  the  same  class  at  the 
Vaucron  mill,**  all  have  a  V  trough  within  a  trough  on  the  principle  of  the 
Lake  Superior  classifier  (see  §  299),  but  differ  from  that  in  widening  and  deepen- 
ing the  trough  as  the  water  moves  forward,  and  in  placing  a  dam  at  the  lower 
end  high  enough  to  fill  with  water  the  whole  apparatus.  Open  slots  are  placed 
in  the  bottom  of  the  V  to  act  as  sorting  columns,  and  hydraulic  water  is  intro- 
duced in  the  space  between  the  V  and  the  outer  trough,  which  is  compartmented 
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FIO.   254a. — ^PLAN   OF  A   HYDRAULIC   CLASSIFIER   FROM   LINKENBACH. 
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to  suit  the  independent  hydraulics  and  spigots.  The  Altenberg  apparatus  and 
that  at  the  Vaueron  mill  both  place  hoppers  in  the  outer  trough.  At  the 
Vaucron  mill  the  feed  ranges  from  1  mm.  to  0^  and  there  are  formed  eight 
spigot  products  and  an  overflow. 

Q.  G.  Gates'  Hydraulic  Classifier  ("segregator*')  (see  Pigs.  256a-256c), 
consists  of  a  V  box  A  6  feet  long,  18  inches  wide  at  the  top  and  4  inches  at  the 
bottom  and  12  inches  deep,  with  sides  sloping  60**.  At  the  discharge  end  a  pocket 
B  is  placed  in  the  bottom  of  the  box,  consisting  of  an  extension  downward,  30 
inches  long,  4  inches  wide,  with  the  front  and  rear  ends  sloping  60"*,  the  sides 
being  vertical.  Extending  down  vertically  from  this  is  the  sorting  column  C, 
consisting  of  a  pipe  2^  inches  in  diameter  and  8  inches  long.    At  its  lower  end 


FIG.    256a. — PERSPECTIVE    OF    O.    O.    GATES 
HYDRAULIC  CLASSIFIER. 


FIG.    256c. — SEC- 
TION KL, 


FIG.  2566.— 

SECTION  OF 
SORTING 
COLUMN. 


it  has  a  rubber  stopper  D,  wooden  nipple  E  and  iron  jet  F,  with  a  hole  |  inch 
in  diameter  for  discharging  the  heavy  product  (see  Fig.  2566).  The  hydraulic 
water  is  brought  in  from  above  by  a  vertical  ^-inch  pipe  0  bored  below  with 
|-inch  holes  in  four  vertical  rows,  90®  apart,  8  holes  in  a  row,  1  inch  apart 
vertically  (see  Fig.  2566).  They  extend  down  to  the  plug  at  the  bottom  of  the 
sorting  column.  The  sorting  is  probably  done  by  the  upper  six  rings  of  holes. 
A  plate  screen  H  4  feet  long,  12  inches  wide,  punched  over  part  of  its  length 
with  |-inch  round  holes,  serves  to  feed  an  even  current  to  the  apparatus  and 
incidentally  to  remove  chips,  etc. 

As  used  in  Mill  78,  four  of  these  classifiers  treat  the  whole  tailings  of  Mill 
71,  stamping  through  30-mesh  brass  cloth,  amounting  to  about  93  tons  per  24 
hours.  They  are  fastened  together  in  pairs  side  by  side.  The  spigot  product 
is  about  70%  and  goes  to  waste,  while  the  overflow  amounts  to  30%  and  is  sent 
by  launders  to  canvas  tables.     The  distribution  is  made  as  the  pulp  rises  to 

5 ass  out  of  the  overflow  of  the  classifier  by  split  launders  I,  a  more  perfect 
istribution  than  could  be  had  probably  in  any  other  way.  For  the  four  classi- 
fiers 12  miner^s  inches  of  water  come  with  the  pulp  and  3  more  are  required 
by  the  hydraulics.  Of  these  1  goes  away  in  the  spigots  and  14  go  by  the  over- 
flow to  the  canvas  tables.  Assuming  the  miner's  inch  to  be  equal  to  1^  cubic 
feet,  or  11.22  gallons  per  minute,  we  have  for  four  classifiers: 

Water  with  pulp,  184 .  64  galloni  per  minute.   Spiffot  discharm,   1  ] .  82  gallons  per  mfnnta. 
Hydraulic  water,  88.66  gallons  per  minute.    Orerflow  to  tables,  167.06  gallons  per  minuta 
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A  sizing  test  of  the  Bpigot  product  of  this  classifier  is  given  in  Table  320. 

Thb  No.  1  AND  No.  2  Classifiers  of  Mill  86  are  alike  except  that  the 
former  has  |-inch  spigot  and  the  latter  a  ^-inch  spigot.  They  are  in  the  form 
of  hoppers  (see  Pigs.  257a-257c),  24  inches  long  and  24  inches  wide  at  the 
top,  with  vertical  sides,  the  ends  sloping  60**  to  a  transverse  edge.  Two  blocks 
of  wood  C  are  put  in,  one  at  each  end  near  the  bottom,  forming  a  pressure  box 
D  beneath  them  and  a  transverse  slot  E  for  a  sorting  column  between  them.  On 
the  blocks  are  screwed  two  adjustable  iron  strips  F  with  straight  edges  to  give 
a  true  slot  of  the  width  desired.  The  hydraulic  water  comes  in  from  below  by 
a  1-inch  pipe  0  running  horizontally  just  beneath  the  slot,  with  holes  bored  in 
it  all  along.  The  current  so  delivered  moves  upward  through  the  slot.  The 
heavy  grains  discharge  through  the  central  spigot  H  below,  consisting  of  J-inch 
or  i-inch  holes  in  a  J2i-inch  plug.  On  the  end  of  the  pipe  is  a  cap  K,  which  can 
be  removed  for  cleaning.    A  vertical  sliding  cross  partition  L  serves  to  force 


pig.  257a. — plan  of  no.  1  hy- 
draulic CLASSIFIER  IN  MILL 
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PIG.   2676. — LONGITUDINAL  SECTION. 
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the  whole  current  to  pass  down  for  treatment  to  the  neighborhood  of  the  slot. 
A  distributor  with  adjustable  buttons  M  and  N  feeds  the  pulp  across  the  whole 
width.  No.  1  is  fed  by  the  undersize  of  No.  4  trommel  with  1.25-mm.  round 
holes.  It  sends  spigot  to  percussion  table  and  overflow  to  No.  2  classifier,  which 
sends  its  spigot  to  Prue  vanner  and  overflow  to  slime  tables  by  No.  1  unwaterinff 
tank.  ^ 

§  317.  In  Mill  30,  Classifier  No.  1  (see  Figs.  268a-258c),  consists  of  three 
short  V  boxes  in  series,  measuring  at  the  top  10  inches  long,  12  inches  wide, 
15Jong,  18  wide  and  22^  long,  27  wide,  respectively.  The  sides  of  the  V's  slope 
54%  63^  and  65**  respectively.  The  depths  to  the  top  of  the  slots  are  7^,  17 
and  19  inches.  The  two  sides  come  to  an  edge  below,  leaving  a  slot  C  running 
lengthwise.     The  three  slots  or  sorting  columns  are :  10  inches  long,  1  wide   2 

r^?V"l^  ,^^^^  ^^^^'  *  ^^^®>  ^  ^^®P5  ^^  *^^^®8  long,  i  wide,  2  deep.  Two 
mtle  blocks  D  are  inserted  to  preserve  the  width  of  the  slots.  The  pressure 
boxes  E  below  are  in  the  form  of  hoppers,  8,  13  and  15  inches  deep  respectively. 
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below  the  sorting  column,  with  hydraulic  pipe  F  entering  on  one  side  and 
spigot  0  discharging  on  the  other,  near  the  apex. 

Adjustable  distributors  with  pointers  H  distribute  the  current  the  whole 
widtji  of  the  boxes.  The  streams,  in  every  case,  plunge  into  the  boxes  from  a 
feed-sole  at  least  1  inch  above  the  water.  The  pulp  overflows  the  whole  width 
into  a  collecting  box  K  and  is  then  contracted  into  a  narrow  launder  to  convey 
it  to  the  distributor  of  the  next  box.  The  hydraulic  pipes  are  all  1^  inches  in 
diameter.    The  spigots  are  1,  f  and  i  inch  in  diameter. 

It  18  fed  with  the  undersize  of  No.  2  and  No.  3  trommels  with  3-mm.  and  2.5- 
mm.  round  holes,  respectively.  It  delivers  spigot  products  to  jigs  and  overflow 
to  No.  1  whole  current  box  classifier.  Sizing  tests  of  the  products  of  this 
classifier  are  given  in  Table  255. 

Linkenbach's  Fig.  23  is  the  design  from  which  the  above  classifier  was  prob- 
ably taken;  his  dimensions  are  shown  in  Table  231.     One  used  at  Ems  has  four 

TABLB    231. — ^DIMENSIONS    BY    LINKENBACH    FOR    V    BOXES    DE8IQNSD    TO    TREAT 

800  LITERS  PER  lilNTTTE. 


Lsngth. 

Width. 

Depth. 

NalVbox 

NcaVbox 

NaBVbox. 

Inches. 
90 

fnchaa. 

Inches. 
15 

boxes  of  which  the  first  three  are  of  the  same  size  as  those  given  by  Idnkenbach, 
while  the  fourth  is  66  inches  long,  65  inches  wide  and  47  inches  deep.  It  treats 
800  liters  pulp  per  minute. 

Mill  20  has  a  Hydraulio  Classifier  (see  Fig.  259), 
in  the  form  of  a  rectangular  box  18  inches  long,  14J 
inches  wide  and  13  inches  deep.  The  receiving  launder 
A  is  3i  inches  down  and  6  inches  wide.  The  overflow 
S  is  6  inches  wide  and  4  inches  down.  In  front  of  the 
feed  launder  is  a  deflector,  or  baffle  board  C,  8  inches 
wide.  In  the  center  of  the  bottom  and  extending  vertic- 
ally 4J  inches  above  the  bottom,  is  placed  a  l^-inch  pipe 
D  to  act  as  sorting  column.  The  hydraulic  water  is 
brought  in  by  a  l^-inch  T ;  the  spigot  is  drawn  oflf  through 
a  1^-inch  cock  E  below,  and  divides  in  two  parts  by  a  T, 
feeding  two  jigs.  The  overflow  goes  to  vanners.  The 
classifler  is  fed  with  the  undersize  of  No.  5  trommel  with 
0.06-inch  (1.52-mm.)  round  holes.  The  fact  that  the 
bottom  is  always  full  of  sand  saves  the  box  from  wear- 
ing out  This  is  practically  a  very  shallow  hopper,  be- 
cause the  sand  takes  that  form  as  soon  as  the  spaces  are 
filled. 

The  "Heberwasche,^^  or  Siphon  Classifier,  invented  by  Osterspey  and 
used  at  Mechemich,  would  at  first  sight  appear  to  fall  into  this  group,  but  the 
author  conceives  that  its  work  is  done  according  to  the  laws  of  hindered  settling 
and  it  has,  therefore,  been  placed  with  jigs  and  other  hindered  settling  machines 
(see  §395). 

III.  Tubular  Hydraulic  Classifiers. 

§  318.  General. — These  may  be  used  for  treating  the  same  sizes  as  either  the 
shallow  pocket  or  the  deep  pocket  classifiers.  They  include  all  the  different 
forms  of  spitzlutten.    The  word  spitzlutte  signifies  a  pointed  tube,  and  if  we 
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examine  the  operation  of  Rittinger's  spitzlutie,  the  first  to  claim  the  name,  we 
find  it  has  its  carrying  current  brought  in  by  a  steeply  descending  tube,  a  sorting 
column  below  with  adjustable  upward  current,  and  its  receding  carrying  current 
leaving  by  a  tube,  rising  steeply,  of  uniform  adjustable  area  of  cross  section. 

The  essential  features  of  this  apparatus  appear  to  be :  First,  an  upper  sorting 
column  of  uniform  sectional  area,  in  which  the  rising  carrying  current  acts,  and, 
second,  a  lower  sorting  column  of  uniform  sectional  area  in  which  the  rising 
hydraulic  water  acts.  In  all  the  tubular  classifiers  these  features  are  present  to 
greater  or  less  extent. 

§319.  The  Rittingeb  Spitzlutte  is  made  in  two  forms:  Figs.  26Oa-260c 
for  heavier  grains  which  fall  in  a  current  rising  with  a  velocity  of  31  mm- 
per  second,  and  Figs.  261a  and  2616  for  lighter  grains  which  rise  in  31  mm.  per 


FIO.     260a. — PLAN     OP    THE  BITTINOEB  RAPID  CURRENT  SPITZLUTTE. 
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FIG.     260c. — CROSS 
SECTION. 


second  current.  The  former  consists  of  a  box  with  a  transvere  V  section  with 
the  sides  h  of  the  V  sloping  60°.  Inside  it  is  a  V-shaped  displacer,  or  prism  c; 
which  can  slide  up  and  down  between  vertical  guides.  The  displacer  is  always 
thus  centered  in  the  V  box,  and  between  the  sloping  sides  of  the  two  parts  wifl 
be  left  adjustable  spaces  or  tubes  for  bringing  in  and  for  taking  out  the 
carrying  current.  The  length  of  those  two  tubes  for  coarse  stuff  must  be  about 
914  mm. ;  less  is  insufficient  for  good  settling,  more  is  unnecessary.  The  width 
may  be  620  mm.,  and  the  thickness  will  depend  upon  the  size  of  grain  it  is 
desired  to  lift,  and  upon  the  quantity  of  water  in  the  carrying  current.  An 
apparatus  of  the  above  width,  designed  to  treat  283  liters  (10  cubic  feet)  per 
minute,  will  require  a  thickness  of  61  mm.  for  a  speed  of  current  of  125  mni. 
per  second.  The  lower  sorting  column  below  y  is  wedge-shaped^  38  mm.  wide 
and  comes  to  a  T  discharge  below. 
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At  the  Anna  stamp  mill  at  Przibram^  a  set  of  four  spitzlutten  receiving  2- 
mm.  stuff  from  stamps,  had  the  dimensions  shown  in  Table  232.  The  length 
given  is  from  feed  to  discharge,  which  is  approximately  the  same  as  the  length 
of  the  upper  sorting  column. 

TABLE  232. — ^DIMENSIONS  OF  SPITZLUTTEN  AT  ANNA  STAMP  MILL  IN  PRZIBRAM. 


Lencrth. 

Width. 

Thickoess  of 
Current. 

Na  1 

Meters. 
0.86 
1.00 
1.16 
1.8» 

Meters. 
0.88 
0.48 
0.64 
0.64 

Meters. 
0.06 
0.06 
0.06 
0.10 

Na2 

No  8 

No.  4(a) 

(a)  Tliere  are  two  of  these  side  by  side. 

Bittinger  held  that  the  thickness  of  the  current  between  b  and  c  should  not 
be  too  great  (not  over  76  mm.),  lest  disturbing  eddies  should  come  in.  The 
height  H,  of  the  feed-sole  above  the  overflow  must  be  sufficient  according  to  the 
law  of  falling  bodies  to  give  the  computed  velocity  V  as  determined  by  the  well- 
known  formula,  V*=2gH,  where  g  is  the  acceleration  due  to  gravity.  As  shown 
by  the  drawing,  Bittinger  used  a  very  small  head  of  water  for  his  hydraulic 
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water  k  and  he  used  a  rising  discharge  or  goose  neck  I  for  removing  the  spigot 
product. 

O.  Bilharz  has  designed  a  spitzlutte,  adding  to  the  essential  features  of  Eittin- 
ger's  apparatus  several  points.  He  makes  it  of  plate  iron,  using  iron  pipe 
fittings  for  the  hydraulic  attachments.  He  widens  the  later  boxes  to  diminish 
the  velocity  of  the  upward  current,  to  suit  the  settling  of  the  finer  grains.  His 
hydraulic  water  is  brought  in  under  full  hydrant  pressure  and  the  quantity  for 
each  box  is  regulated  by  an  independent  faucet.     His  spigots  also  have  inde-» 
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pendent  faucets  to  regulate  the  amount  of  discharge.  ^Tor  increased  capacity, 
a  larger  number  of  boxes  of  the  proper  breadth  are  introduced ;  for  a  temporaiy 
reduction  of  capacity,  some  of  the  boxes  are  simply  shut  off." 

Rittinger's  form  for  gentler  currents  (see  Figs.  261a  and  2616),  has  its  receiy- 
ing  tube  and  upper  sorting  column  both  vertical.  This  reduces  the  friction  for 
the  ascending  particles  and  avoids  the  tendency  of  grains  to  settle  on  the  sloping 
side,  which  thereby  contract  the  area  and  change  the  velocity  of  the  current 
The  width  of  the  upper  sorting  column  in  Rittinger's  figure  is  630  mm. ;  the 
thickness  is  630  mm.  These  dimensions  will  vary  with  the  quantity  of  pulp 
and  the  size  of  the  grain  to  be  lifted,  but  the  dimensions  must  be  adopted  in 
the  original  design,  as  the  thickness  of  the  current  is  not  adjustable  as  in  the 
other  form,    The  vertical  height  of  the  column  is  1,100  mm. 

In  sorting  the  undersize  of  a  screen  with  holes  0.6  mm.  in  diameter  to  make 
four  spigots  and  an  overflow,  using  both  forms  of  spitzlutten,  Rittinger  recom- 
mends the  adjustments  given  in  Table  233.     It  is  stated  that  each  spigot  uses 

TABLE    233. — ^ADJUSTMENTS    RECOMMENDED    BT    RITTINGER   FOR    A    SET   OF   FOUR 

SPITZLUTTBN. 


VekxHtyper  Sec- 
ond of  water  in 
Sorting  Column. 

Peroent  of  ToUl, 

Yielded  by  ea4^ 

Bpteot. 

Depth  of  Spigot 

Below 

Water  Level. 

HeadofHydranUc 
Water  above 
Water  LeveL 

No.l 

No.  8 

No.  8 

No.  4 

Mm. 

68.48 

88.87 

9.898 

8.81 

80 

25 

90 

(a)  16 

Mm. 
914 

Mm. 
108 

638 

808 

(a)  This  leaves  IQjK  in  the  overflow  of  the  last  wpitzlutte, 

an  average  of  7^  liters  of  hydraulic  water  per  minute.  It  is  not  advisable  to 
use  many  spiizlutten  in  series^  since  a  change  in  the  adjustment  of  any  one 
necessitates  a  readjustment  of  all  those  that  follow. 

In  Mill  41,  Nos.  2  and  5  hydraulic  classifiers  are  of  the  form  of  Bittinger's 
gentle  current  spitzlutte.  The  No.  2  hydraulic  classifier  consists  of  six  spitzlui- 
ten,  yielding  four  spigot  products:  two,  like  spitzlutten,  side  by  side,  give  the 
third  product  and  two  give  the  fourth  product.  The  details  are  given  in 
Tabfe  234.  The  discharges  are  by  a  T  and  goose  neck.  It  is  fed  with  the 
overflow  of  No.  1  hydraulic  classifier  and  delivers  spigots  to  vanners  and  over- 

TABLB  234. — DETAILS  OF  NO.   2  HYDRAULIC  CLASSIFIER  IN   MILL  41. 


Width. 

Height 

Thirkneflsof  De- 
flcending  Column. 

Thicknera  of 
Aaoending  Column 

Diameter  of 
Spigot 

No  1 

Inches 
86 
48 
48 
48 

Inehee. 
88 
17 
11 
18 

Inches. 
8 

IM 
8 
18 

Inches. 

8 

18 

46 

18 

Inches. 

14 

No.  2 

: 

No.  8  (two  of  them) 

No.  4  (two  of  them) 

1 

flow  to  No.  1  whole  current  box  classifier.  No.  5  hydraulic  classifier  is  similar 
to  No.  2y  except  that  it  consists  of  two  spitzlutten  only.  It  is  fed  with  the 
overfiow  of  No.  4  hydraulic  classifier  and  delivers  spigot  products  to  vanneis 
and  overfiow  to  No.  1  whole  current  box  classifier. 

At  Schemnitz,  Hungary,^'  a  number  of  U-shaped  iron  pipes  are  placed  side 
by  side  to  take  the  place  of  one  large  V  spitzlutte.  With  this  arrangement,  the 
quality  of  the  product  may  be  varied  according  to  the  number  of  U  pipes  in 
operation.    If  finer  adjustment  is  needed,  one  U  is  made  adjustable. 
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§  320.  Meineckb  Spitzlutte.— (See  Figs.  262a  and  2626.)— This  consists  of 
a  number  of  concentric  cylinders  and  cones,  with  sides  sloping  60**,  so  united 
and  combined  as  to  make  annular  spaces  in  which  the  current  can  rise  and  fall. 
The  carrying  current  has  two  periods  of  rising,  the  first  more  rapid  than  the 
second.  The  sands  which  settle  out  of  each  of  these  rising  currents  have  to  face 
a  hydraulic  current  in  order  to  find  their  way  to  their  respective  spigots.  In 
this  way  the  graiQS  are  cleaned  from  the  finer  sizes.  Referring  to  the  figure, 
the  pulp  comes  in  through  a,  b,  c^.  It  then  rises  through  dj,  e^,  overflows  into 
c^  descending  to  rise  in  c^s?  ^v  &^d  finally  overfiows  into  the  circular  launder  f. 


1— 


"HI 


FIG.     262a. — SECTION     OF 
MEINECKE  SPITZLUTTE. 


FIG.  2626.— EN- 
LABGED  SEC- 
TION OF  THE 
SAME. 


Hydraulic  water  is  admitted  by  a  pipe  into  the  spaces  t'l,  and  passes  up 
through  fc'i,  fc^i,  and  fci,  g^y  allowing  the  heavier  particles  to  pass  out  through 
the  goose  neck  ij,  and  preventing  the  finer  sizes  from  entering.  The  second 
hydraulic  is  admitted  through  Z,,  into  the  space  t,  and  discharges  the  heavier 
particles  through  ib,,  in  the  same  manner  as  the  first  hydraulic.  Two  sizes  of 
the  spitzlutte  are  made,  as  given  in  Table  235.  Water  may  be  saved  by  dividing 
up  the  annular  spaces  by  radial  vertical  partitions. 

TABLE  235. — MEINECKE  SPITZLUTTE. 


Outer 
DiUDeter. 

perfinute. 

Difference  of  Level.                                | 

TheOrerflow  is 
Below  the  Peed. 

The  spigots  are 

The  SpfTOt  is 

Metera. 
1.1 
1.4 

Liters. 
900to9B0 
800  to  400 

Meters, 
0.85 
0.85 

Meters. 
0.75 
0.86 

Meters. 
1.1 
1.86 

Mill  28  formerly  used  this  machine  as  its  No.  2  hydraulic  classifier.  It  was 
of  the  second  size  mentioned  in  the  table.  The  spigot  pipes  were  both  1  inch 
in  diameter,  the  hydraulic  IJ  inches.  The  feed  to  this  spitzlutte  in  Mill  28 
was  the  overflow  of  the  No.  1  hydraulic  classifier  and  contained  nothing  larger 
than  0.4  mm.  in  diameter.  It  delivered  spigots  to  No.  1  surface  current  box 
classifier  and  overflow  to  No.  1  whole  current  box  classifler. 

For  good  work  it  is  essential  that  the  apparatus  shall  be  set  plumb  and  that 
the  overflow  lips  shall  be  perfectly  true,  otherwise  the  currents  will  be  uneven. 

§  321.  M.  P.  Boss  used  successfully  at  the  Harshaw  milP'  a  classifier  for 
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stamp  pulp,  which  consisted  of  an  acute  cone  with  a  deflector  delivering  the 
feed  near  the  bottom  (see  Fig.  263).  A  central  rod  or  pipe  C  serres  to  regalate 
the  size  of  the  discharge  opening  g  at  the  bottom,  but  it  does  not  furnish  water. 
It  differs  from  the  other  tubular  classifiers  in  having  an  expanding  upper 
sorting  column  and  in  omitting  the  lower  sorting  column  altogether.  It  is  fed 
with  stamp  pulp  and  sends  the  coarse  sand  to  No.  1  grinding  pan  of  a  Boss 
system  and  the  fine  sand  to  No.  3  pan,  where  amalgamation  begins. 

§  322.  Double  Cone  Hydraulic  Classifiers. — If  a  cone  is  placed  within 
a  cone,  an  annular  space  intervenes  between  the  two,  which  has  been  used  by 
several  designers  as  the  upper  sorting  column  of  a  tubular  classifier.  If  tiie 
inner  cone  has  a  wider  angle  than  the  outer,  there  will  be  one  standard  position 


pig.   263. — section    of 
classifier. 


THE     BOSS      FIG.  264. — DOUBLE  CONE  CLASSIFIER. 


for  the  former  in  which  the  horizontal  sectional  area  of  the  annular  space  will 
be  the  same  all  the  way  up,  and  the  current  rising  therein  will  be  uniform.  If, 
however,  the  inner  cone  is  raised  above  the  standard  position,  the  area  at  the 
upper  end  will  be  greater  than  that  at  the  lower  end,  and  the  current  will  be 
retarded,  but  if  lowered  below,  it  will  be  less,  and  the  current  will  be  accelerated. 
Raymond**  and  Armitage'*  both  describe  such  classifiers.  The  chief  manufac- 
turers of  mill  machinery  of  Colorado  all  advertise  this  machine,  and  it  seems 
to  have  found  some  favor  in  that  State. 

As  shown  in  Fig.  264,  the  pulp  is  fed  into  the  central  cone  B  and  passes 
through  holes  around  the  apex  at  the  junction  between  the  lower  and  upper 
sorting  columns.     The  heavy  grains  sink  through  the  lower  sorting  column  and 
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out  of  a  molasses  spigot  /,  the  hydraulic  water  being  brought  into  a  pressure 
>x  through  a  dial  cock  F;  the  light  grains  rise  through  the  annular  space  or 
upper  sorting  column  between  A  and  B  and  overflow  all  around  the  cone  into  a 
collecting  launder  E.  A  series  of  these  cones  will  yield  a  series  of  products. 
The  cones,  and  therefore,  the  sectional  area  must  increase  in  size  as  the  grains 
diminish.    Four  sizes  are  recommended^  as  shown  in  Table  236. 

TABLE  236. — SIZES  OF  DOUBLE  CONE  HYDRAT7LIC  OLASSIFIEBS. 


DUmeter  of 
Outer  Cone. 

Size  of  Grain  to 
be  Treated. 

luches. 
18 
80 
80 
40 

Mcah. 

8to80 

80  to  80 

80  to  40 

Finer  than  40 

Mill  87  has  one  of  these,  ipade  by  Hendrie  and  Bolthoff,  for  its  No.  2  hydraulic 
classifier.  The  outer  cone  is  12  inches  in  diameter  and  its  sides  slope  60^.  It 
has  a  |-inch  hydraulic  pipe  and  a  molasses  gate  spigot.  It  is  fed  with  pulp 
from  stamps  passing  through  screens  24  or  30  meshes  to  the  linear  inch,  and 
yields  spigot  product  to  jig  and  overflow  to  vanner.  Two  machines  treat  the 
pulp  from  20  stamps,  perhaps  40  tons  of  solid  material,  per  24  hours. 

In  Mill  19,  No.  1  hydraulic  classifier  consists  of  seven  double  cone  classifiers 
of  sheet  iron  arranged  as  shown  in  Fig.  265,  with  sides  sloping  60^,  put  together 


FIG.  265. 

as  follows:  Three  cones  side  by  side,  15  inches  in  diameter,  yield  No.  1  spigot 
product;  two  cones  side  by  side,  18  inches  in  diameter,  yield  No.  2  spigot 
product;  two  cones  side  by  side,  21  inches  in  diameter,  yield  No.  3  spigot  product. 
It  is  fed  with  undersize  of  No.  4  trommel  with  10-mesh  screen,  and  yields: 
Spigot  products  to  three  sets  of  jigs  and  overflow  to  No.  1  whole  current  box 
classifier.  The  hydraulic  water  comes  through  a  pipe  1  inch  in  diameter,  with 
a  regulating  valve.  The  dimensions  of  the  three  sets  of  cones  are  given  in 
Table  237.  Both  outer  and  inner  cones  have  their  sides  sloping  60"  and  are 
therefore,  parallel. 

TABLE  237. — NO.  1  HYDRAULIC  CLAS8IPIEB  OP  MILL  19. 


Diameter  of 

Outer  Conea  at 

Top. 

Diameter  of 

Inner  Conea  at 

Top. 

Width  of  Annular 
Space. 

Inchea. 
16 

Inches. 
12 

Inches. 
8 

C.  Le  Neve  Foster"  describes  a  double  cone  hydraulic  classifier  used  at  the  Fron- 
goch  mine,  which  is  similar  to  that  last  described  in  that  the  cones  are  paralleL 
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The  outer  is  of  wood,  the  inner  of  sheet  iron,  and  the  space  between  forms  the 
upper  sorting  column.  The  truncated  apex  of  the  outer  cone  connects  with  a 
pressure  box  below  with  hydraulic  water  and  spigot,  and  in  the  truncated  apex 
is  a  conical  plug,  with  an  annular  space  around  it,  forming  the  lower  sorting 
column.  This  plug  is  adjustable  up  and  down  at  will  by  a  screw,  thus  giving 
a  variable  section  to  the  lower  sorting  column.  The  spigot  is  a  disc  sliding 
over  a  hole,  shutting  off  much  or  little  as  desired. 

§323.  The  Charleton  Ore  Concentrator. — (See  Figs.  266a  and  2666.) 
— ^This  is  a  tubular  classifier  which  uses  no  hydraulic  water,  but  yet  has  both 
upper  and  lower  hydraulic  columns.  The  pulp  fed  at  d  divides  itself  into  the 
clearer  water  a,  and  the  sand  c.  The  former  descends  to  the  bottom,  as  shown 
by  the  arrows  and  rises  to  discharge  as  an  overflow  at  b.  The  sand  entering  at 
c  is  subjected  to  the  action  of  this  rising  current  which  lifts  the  lighter  grains 
to  overflow  at  b  and  allows  the  heavier  grains  to  fall  and  find  their  way  out 


^F^ 


HO.     266a.— 

L  0  NGITU- 
DINAL  SEC- 
TION ON 
AB.  OP 
CHARLE- 
TON CLAS- 
SIFIER. 


H 


FIG.  267a. 


PIG.  2666. — 

CROSS  SEC- 
TION. 


FIG.  2676. 

FIG.  267a. — PLAN  OF 
RICHARDS  TUBULAR 
0LA8  8  I  F  I  E  R  FOR 
COARSE  WORK.  FIG. 
2676.  —  LONOITUDI- 
NAL  SECTION. 


FIG.   2686. 

FIG.  268a. — PLAN  OP 
RICHARDS  TUBULAR 
CLASSIFIER  FOR  FINE 
WORK.  FIG.  2686.— 
LONGITUDINAL  SEC- 

TION. 

through  the  spigot  e.  A  series  of  boxes  would  yield  a  series  of  products.  The 
price  that  is  paid  for  this  economy  of  water  is  that  some  of  the  fine  slimes  go 
over  at  a  and  out  at  e,  with  the  heavy  product.  A  test  would  tell  whether  tWs 
loss  was  serious  or  not  with  any  given  ore.  The  apparatus  must  be  built  of  a 
size  to  suit  its  work,  as  it  has  no  means  of  adjustment. 

§  324.  The  Richards  Tubular  Classifier,  designed  by  the  author,  is  shown 
in  Pigs.  267a  and  2676  for  coarse  work  and  Pigs.  268a  and  2686  for  fine  work. 
It  has  long,  vertical  sorting  columns  both  above,  h,  and  below,  i,  the  former  to 
allow  a  stray  heavy  grain  6  to  settle,  and  the  latter  to  allow  a  stray  light  grain 
c  to  rise.  To  make  the  sorted  product  from  the  spigot  still  more  perfect,  a 
vortex  fitting,  previously  described  in  §  308,  is  placed  below,  which  gives  a 
helical  rising  current  in  the  lower  sorting  column,  guaranteeing  like  treatment  of 
all  grains  in  it.  A  vertical  plate  k  is  used  to  stop  the  rotation  above,  and  fins 
to  stop  it  below.  The  vertical  form  of  the  upper  sorting  column  also  guarantees 
no  settling  on  the  sides  and  consequent  change  in  section  and  in  the  speed  of 
the  current.    The  hydraulic  water  is  fed  through  a  pipe  e  and  the  heavy  prodnct 
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discharged  through  a  plug  spigot  f.  The  upper  column  h  is  made  of  any  desired 
size,  2X3  inches,  3X4,  4X6',  6X8,  8X12  or  12X16,  and  the  lower  sorting  column 
i  also  may  be  of  any  diameter,  1  inch,  li,  1^,  2,  2^,  3,  or  larger.  The  size  or 
sectional  area,  of  the  upper  column  h,  will  be  made  to  suit  the  quantity  of  pulp 
to  be  treated  and  the  size  of  quartz  to  be  lifted.  Its  size  will  increase  with  the 
quantity  of  pulp  and  as  the  diameter  of  the  particles  to  be  lifted  diminishes. 
The  size  of  tne  lower  tube  i,  of  the  vortex  g  and  the  spigot  f,  depends  upon  the 
quantity  of  heavy  product  to  be  discharged.  The  greater  the  product^  the  larger 
the  pipe.  It  also  depends  to  a  certain  extent  upon  the  size  of  the  grains,  for 
with  very  small  sizes  of  grain  it  is  difficult  to  adjust  the  upward  current,  unless 
the  pipe  is  large.  The  effect  of  this  apparatus  is  to  obtain  a  very  perfect  separa- 
tion between  spigot  and  overflow,  but  it  requires  careful  adjustment  of  the  two 
columns,  and  so  becomes  too  complicated  when  more  than  two  are  used  in  series. 
This  dassifler  serves  very  well  to  illustrate  the  use  of  tiie  theory  of  free  set- 
tling in  designing  and  adjusting  classifiers,  and  will,  therefore,  be  considered 
at  some  length.  Table  238  shows  the  velocity  of  current  which  1  kilogram  of 
water  per  minute  gives  in  each  size. 

TABLE  238. — ^VELOOITIBS  OF  OUBEBNTS  FOB  1  KILOOBAM  OF  WATEB  PEE  MINUTE. 


XNineiirtoikvof 

Velocity  per  Seo- 

ond  forTkflo 

Water  per 

SSS^ 

Are*  of  Upper  Sorting 

Ooltunn.. 

Minute. 

iDoliea. 

Bq.IiL 

8q.  Mm. 

Mm. 

tat 

6 

6,871 

4.806 

83E4 

IS 

7^746 

8.  ISO 

4x6 

M 

15,484 

1.077 

6x8 

43 

80,968 

0.6881 

axis 

96 

61,986 

0.9600 

ltal6 

IW 

188^671 

0.1884 

The  experimenter  will  probably  know  the  quantity  of  water  in  kilograms  per 
minute  which  he  wishes  to  handle  and  the  diameter  of  quartz  grain  in  millime- 
ters that  he  wishes  to  lift.  His  next  need  will  be  answered  by  Fig.  287  or  by 
Table  262,  which  gives  figures  obtained  by  experiment  upon  the  speed  of  current 
required  to  lift  his  quartz. 

Suppose  he  has  50  kilograms  per  minute  of  water  to  handle,  and  he  wishes 
to  lift  a  grain  of  quartz  about  1  mm.  in  size.  Table  262  shows  that  he  will  require 
a  current  of  97  mm.  per  second  to  lift  it.  Beferring  to  Table  238,  we  see  that 
a  3X4-inch  tubular  classifier  gives  a  velocity  of  2.15  mm.  per  second  for  a  1 
kilogram  per  mintlte  feed.  It  will  then  give  107.5  mm.  per  second  velocity  when 
fed  with  50  kilos  per  minute.  This  size  is  probably  near  enough  for  his  purposes. 
If  he  wishes  it  exact,  he  can  cut  down  the  water  a  little  to  45.1  kilos  per  minute, 
which,  multiplied  by  2.15,  gives  a  velocity  of  97  mm.  per  second,  or  he  can  make 
a  tubular  classifier  that  is  larger  in  section,  in  the  proportion  of  97  to  107.5 
(3X4.54  inches),  which  would  then  handle  the  exact  quantity  and  yield  the  size 
of  grain  needed. 

If  he  has  chosen  a  velocity  of  97  mm.  per  second  for  his  upper  sorting  column, 
he  will  want  the  same  for  his  lower,  that  is  to  say,  the  velocity  cannot  be  greater 
below  without  forming  serious  banks,  due  to  particles  which  rise  in  the  lower 
sorting  column,  but  will  fail  to  rise  in  the  upper,  and  it  cannot  be  much  less 
without  injuring  the  work  of  sorting,  because  it  will  allow  particles  to  pass  down 
into  the  spigot  that  are  less  than  the  standard  size.  The  size  of  this  lower  sort- 
ing column  and  of  the  spigot  may  be  decided  according  to  the  principles  laid 
down  in  §  308  and  §  309. 

After  choosing  the  size  of  lower  sorting  column  and  spigot  which  will  give 
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approximately  the  separation  desired,  the  final  adjustment  may  be  made  accord- 
ing to  theory,  as  follows:  The  feed  water  is  shut  oflf  temporarily,  the  spigot 
being  left  open,  and  the  hydraulic  water  turned  on  until  the  weight  of  the  water 
overflowing  per  minute  is  that  weight  shown  by  Table  227  to  be  necessary  to 
lift  the  desired  particles  in  the  size  of  lower  sorting  column  used.  The  feed 
may  then  be  turned  on  and  classifying  begun.  One  may  say  that  this  adjust- 
ment of  the  lower  sorting  column  deranges  the  adjustment  of  the  upper  sorting 
column,  but  the  weight  of  the  water  rising  in  the  lower  sorting  column  makes 
such  a  small  addition  to  that  already  rising  in  the  upper  sorting  column,  that 
it  is  negligible.    This  classifier  may  be  adjusted  by  the  eye,  of  course,  as  are 


FIG.    269a. — MEINEGKE    CLASSIFIER. 

other  forms.  It  is  well,  however,  in  this  case,  to  shut  off  the  feed  temporarily 
and  note  the  position  of  the  hydraulic  cock  when  the  water  overflows  the  very 
least  amount,  that  is,  when  there  is  practically  a  balanced  hydraulic.  This  gives 
the  least  amount  of  hydraulic  that  can  be  used  without  allowing  fine  sUmes  to 
pass  out  of  the  spigot. 

Lockhart's  Automatic  Gem  Separator  is  a  tubular  classifier,  using  an 
upward  current  in  the  annular  space  between  two  glass  tubes.  It  is  used  to 
treat  closely  sized  sands  for  diamonds  and  other  gems. 

§325.  Meinecke  Classifier. — (See  Figs.  269a  and  2696.) — This  classifier 
consists  of  a  single  V-shaped  hopper  A  34^  inches  long,  20  inches  wide  and  20| 
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inches  deep,  with  ends  sloping  to  an  edge  and  slot  below,  while  the  sides  are  ver- 
tical. The  heavy  sands,  settling  to  the  slot,  meet  in  the  first  sorting  column  B  a 
gentle  rising  current  of  water,  which  raises  the  lightest  grains  and  passes  them 
off  in  the  overflow  into  C.  Most  of  the  grains  then  descend  to  the  second  sorting 
colnmn  D,  where  they  meet  a  stronger  hydraulic  current,  which  raises  a  second 


PIG.    2696. — ^LONGITUDINAL   SECTION    OP    MEINECKE    0LAS8IPIEB. 

sort,  a  little  heavier  than  the  first,  and  carries  it  out  by  a  side  discharge  E  pro- 
vided for  the  purpose.  A  third  and  fourth  sorting  columns  F  and  H,  lift  out 
two  more  sorts  by  side  discharges  G  and  I,  and  the  heaviest  grains  pass  down 
through  the  fourth  sorting  column  and  ar6  lifted  out  through  the  side  dis- 
charge K, 
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The  hydraulic  water,  the  quantity  of  which  is  regulated  by  a  cock,  enten 
under  a  considerable  head  by  the  pipe  L,  passes  down  through  the  chamber  M, 
which  harmonizes  currents  and  gives  uniform  motion  to  the  water.  The  whole 
hydraulic  water  then  passes  through  a  slot  N  running  the  whole  width  of  the 
apparatus  beneath  the  fourth  hydraulic  column  H.  It  then  rises  through  the 
fourth,  the  third,  the  second  and  the  first  sorting  columns  successively,  parting 
with  a  portion  of  its  volume  at  each  of  the  successive  side  discharges.  The 
velocity  of  the  rising  current  in  any  sorting  column  can  be  increased  by  diminish- 
ing the  width  of  the  column  and  by  contracting  the  side  disdiarge  orifice  next 
below  it.  For  the  former  adjustments,  thumb  nuts  a^,  a',  a'  and  a^,  to  move 
gates  6*,  6*,  6*  and  6*,  are  provided,  and  for  the  latter,  hand  screws  c*,  c*,  c* 
and  c^,  to  move  gates  d}y  d',  d*  and  d*y  are  provided. 

While  the  ordinary  form  of  classifier  takes  out  the  heaviest  grains  first  and 
passes  the  mass  of  lighter  grains  forward  for  further  classification,  this  apparatus 
does  the  exact  opposite,  in  that  it  takes  out  the  lightest  grains  first  and  passes 
the  mass  of  heavier  grains  forward  for  further  classification. 

Again,  since  classification  undoubtedly  takes  place  in  the  discharge  chambers 
B,  O,  I  and  K,  which  are  enclosed  by  four  walls,  to  quite  as  great  a  degree  as 
in  the  spiizluiU,  the  apparatus  deserves  to  be  regarded  rather  as  a  special  form 
of  tubular  classifier,  than  as  a  special  form  of  hydraulic  classifier. 

According  to  Bellom,^*  it  treats  10  liters  of  pulp  per  minute  for  a  centimeter 
of  inside  width,  the  water  containing  6  to  8%  of  solid  matter  by  volume.  This, 
for  20  inches'  width,  would  be  500  liters  pulp  fed  per  minute.  To  this  must 
be  added  the  whole  of  the  hydraulic  water. 

In  Mill  27  the  No.  1  hydraulic  classifier  is  of  this  kind,  and  is  fed  by  the 
imdersize  of  No.  8  trommel  with  holes  ^inch  (2  mm.)  in  diameter.  It  delivers 
products  of  the  side  discharges  to  unwaterers  and  thence  to  jigs,  and  overflow  to 
No.  1  whole  current  box  classifier.  In  Mill  28  No.  1  classifier  is  also  of  this 
pattern,  of  the  size  shown  in  the  figure,  and  is  fed  with  the  undersize  of  No.  7 
and  No.  9  trommels  and  with  pulp  from  the  Huntington  mill,  all  having  2-mm. 
diameter  maximum  grain.  It  delivers  products  of  side  discharges  to  jigs  by 
unwaterers,  and  overfow  to  No.  1  surface  current  box  classifier.  It  formerly 
went  to  a  Meinecke  spitzlutte.  The  quantity  of  water  used  is  so  large  that  un- 
waterers are  used  in  both  mills,  to  prepare  the  products  to  be  fed  to  the  jigs. 
The  apparatus  is  reported  as  hard  to  regulate  ana  lacks  simplicity. 

The  large  quantity  of  water  used  in  this  apparatus  appears  to  be  due  to  the 
fact  that  canying  currents  pass  up  from  the  four  sorting  colunms  to  the  side 
discharges.  These  are  as  large  as  those  of  a  series  of  spitzluiien,  but  in  the 
latter,  tiie  same  water  acts  successively  in  all  these  rising  spaces,  while  in  this 
apparatus,  they  all  must  receive  separate  supplies  of  water. 

For  the  quality  of  work  done  by  this  classifier  in  Mill  28,  see  Table  264 

Groups  IV.,  V.  and  VI. 

IV.  Surface  current  box  classifiers. 
V.  Whole  current  box  classifiers. 
VI.  Distributing  boxes. 

§  326.  Obkebal. — ^These  three  groups  will  be  treated  somewhat  together,  be- 
cause the  mill  men  of  the  country  are  using  one  or  other  of  them  for  the  same 
class  of  work.  They  all  omit  the  hydraulic  current  and  depend  upon  the  be- 
havior of  grains  of  sand  or  slime  in  a  carrying  current  of  water,  which,  in  the 
majority  of  cases,  is  horizontal.  The  faster  the  current  moves,  the  further  will 
the  grains  be  carried.  The  slower,  the  earlier  will  they  settle.  The  various 
forms  of  apparatus  have  been  designed  according  to  their  ability  to  accelerate 
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or  retard  the  settling  of  the  sand.  They  treat  slimes  which  overflow  the  last  of 
the  hydraulic  classifiers^  and  the  practice  in  regard  to  the  size  treated  is  qnite 
variable  in  this  country.  The  maximum  grain,  as  a  rule^  ranges  from  0.02 
inch  (0.5  mm.)  to  0.01  inch  (0.25  mm.)  in  diameter.  Linkenbach  recommends 
0.25  mm.  as  the  proper  size  for  this  treatment.  Their  products,  with  a  few 
exceptional  cases,  are  suitable  for  treatment  on  tables  and  vanners. 

The  hydraulic  is  omitted  from  these  groups  for  the  following  reason:  The 
process  has,  up  to  this  point,  been  adding  water  to  the  pulp  at  every  step.  It  is 
advisable  from  this  point  on,  to  distribute  the  pulp  without  further  addition  of 
water,  unless  the  consequent  sacrifice  of  fine  sUme  which  passes  down  with  the 
spigot  product  and  is  lost  in  the  subsequent  concentration,  is  too  great.  The 
spigots  used  with  the  box  classifiers  are  similar  to  those  used  in  the  hydraulic 
classifiers.  They  are  chiefly  the  pipe  and  plug  spigot  and  goose  neck.  Of  these, 
the  latter  finds  more  application  here  than  with  the  hydraulic  classifiers,  owing  to 
the  great  depth  of  these  boxes  and  to  the  fact  that  the  slimes  flow  more  freely  than 
the  coarser  sands  of  the  former  class.  A  most  excellent  device  is  a  large  screen 
with  holes  1  mm.  in  diameter,  to  screen  out  the  fibre  from  all  the  pulp  running 
to  box  classifiers.  This  allows  the  use  of  small  spigots  and  of  concentrated  pulp 
in  the  spigots.  It  will  be  some  trouble  to  keep  this  screen  clean,  but  the  addi- 
tional ore  saved  may  much  more  than  offset  it. 

The  capacity  of  a  box  classifier  is  measured  by  the  quantity  of  water,  rather 
than  by  the  quantity  of  dry  slime  fed  to  it.  To  do  its  best  work,  it  must  have 
the  right  quantity  of  water  to  establish  its  regular  washing  currents.  The  con- 
ditions of  the  hydraulic  classifier  are  such  that  it  will  never  send  pulp  that  is 
too  dense  for  treatment  in  a  box  classifier.  The  overflows  of  hydraulic  classifiers 
probably  contain  less  than  3%,  and  in  some  mills  they  will  not  have  over  1% 
of  solid  dry  slime. 

There  are  two  logical  metho,ds  of  supplying  and  using  the  carrying  current, 
namely,  a  surface  current  flowing  over  a  stagnant  bottom,  and  a  whole  current 
in  which  all  the  water  is  moving  at  a  nearly  uniform  rate  from  the  receiving 
end  to  the  delivering  end  of  the  box. 

IV.   SUBPACE   CUBBENT  BoX   ClASSIFISBS. 

§  327.  Obnbbal. — This  group  includes  Bittinger's  spitziasten  apparatus  and 
all  the  various  forms  of  apparatus  in  which  the  sorting  is  done  by  Bittinger's 
surface  current,  without  the  hydraulic  current  or  the  plunging  feed.  They  re- 
semble, in  figure,  many  of  the  forms  included  under  deep  pocket  hydraulic 
classifiers,  only  they  are  made  larger,  and  are  used  for  treating  finer  products. 
In  these  classifiers  there  is  a  reason  which  is  additional  to  those  already  given, 
for  omitting  the  hydraulic  water,  for  a  positive  rising  current  of  hydraulic  water 
cannot  be  used  without  making  troublesome  banks  (see  §310).  The  omission 
of  hydraulic  water  causes  each  spigot  product  to  be  more  or  less  contaminated 
with  fine  slimes,  which  properly  belong  in  later  spigots  or  in  the  final  overflow. 

If  a  horizontal  current  of  pulp  passes  over  the  surface  of  a  tank  of  stagnant 
water,  all  of  the  particles  contained  in  the  pulp  begin  to  settle,  and  th^y  do  so 
according  to  the  law  of  free  settling  particles.  Those  having  the  greatest  set* 
tliujg  power  fall  out  flrst,  and  those  with  less,  later,  ranging  in  a  series  from  the 
beginning  to  the  end  of  the  current,  according  to  their  settling  power  in  water. 
If  now,  we  divide  up  the  current,  so  that  it  takes  place  in  a  series  of  boxes,  each  a 
little  wider  than  the  previous,  we  can  obtain  from  the  set  so  arranged,  a  series  of 
products  each  of  which  is  flner  in  size  than  the  one  preceding  it,  and  the  grains 
in  these  products  are  arranged  approximately  acording  to  the  law  of  free  set- 
tling particles,  namely,  the  quartz,  for  example,  in  any  product,  will  be  larger 
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in  diameter  than  the  galena.  Theoretically,  this  horizontal  current  seems  to 
be  a  Tery  perfect  means  of  sorting  slimes ;  practically,  it  is  capable  of  doing  only 
approximate  work,  and  it  can  only  do  this  when  the  laws  controlling  it  are 
understood. 

§  328.  Method  of  Investigation. — In  order  to  study  these  laws  an  investi- 
gation** was  made  by  the  author,  assisted  by  Mr.  Locke.  This  investigation 
required  some  means  of  coloring  the  liquid  composing  the  surface-current,  of 
seeing  it  when  it  has  been  colored,  and  of  picturing  it  for  further  study  and  com- 
parison. Milk  of  lime,  added  to  the  water,  was  found  to  be  the  b^t  coloring 
matter;  a  tank  with  one  side  of  plate-glass  permitted  the  colored  current  to  be 
seen,  and  photography  furnished  the  means  of  preserving  its  form,  so  that  it 
could  be  studied  at  leisure. 

The  tank  (see  Figs.  270-273),  which  served  for  a  pointed  box,  was  1,206  mm. 
long,  603  mm.  deep  and  203  mm.  wide  (inside  measures).  The  outlet  was  60 
mm.  below  the  top  of  the  tank.  It  had  a  plate-glass  front,  and  was  otherwise 
painted  black  inside.  Within  it  were  two  adjustable  cross-partitions,  431  mm. 
long  and  203  mm.  wide,  usually  sloping  58''  from  the  horizontal.  One,  called 
the  tail-partition,  sloped  downward  and  inward  from  the  outlet ;  the  other,  called 
the  head-partition,  sloped  downward  and  inward  from  the  end  of  tlie  feed-sole 
at  the  inlet.  Both  were  beveled,  to  give  a  sharp,  true  edge  of  contact.  They 
were  loaded  with  lead,  to  sink  them;  suspended  by  fine  wires,  to  support  them; 
and  wedged  in  place  and  made  practically  water-tight  at  the  sides  by  tacking 
on  a  strip  of  gunny-sack.  The  feed-sole,  305  mm.  long  by  203  mm.  wide,  was 
packed  and  held  by  the  same  means  as  the  partitions.  Water  was  brought  by 
two  hose-pipes  and  distributed  by  two  pipes  with  many  holes,  to  give  an  even 
current.  Thus  made,  the  box  classifier  was  like  the  Rittinger  apitzkasten  in 
every  respect,  except  that  it  had  no  spigot  to  discharge  water  below  and  its 
sides  were  vertical  (which,  indeed,  is  the  case  al^  in  some  of  Rittinger's  boxes). 

As  representing  nearly  the  speeds  of  the  three  boxes  of  Linkenbach  for  a 
width  of  203  mm.,  three  rates  of  current  were  selected,  namely,  86.4,  57.3  and 
38.6  kilos  of  water  per  minute  respectively.*  In  each  experiment,  the  feed-sole 
and  the  partitions  were  adjusted  as  desired;  the  water-quantity  was  weighed, 
using  a  bucket  and  spring  balance;  the  water-current  was  allowed  to  establish 
itself  thoroughly ;  the  milk  of  lime  was  added  till  it  had  just  defined  the  main 
currents;  and  the  fiash-light  picture  was  then  taken.  Figs.  270,  271,  272 
and  273  are  copies  of  a  few  of  tnose  taken  during  the  investigation.  They  show 
that  the  current  is  not  of  equal  section  and  velocity,  but  is  in  the  form  of  a 
wedge,  widening  downward  and  diminishing  in  velocity  as  it  moves  onward,  and 
when  it  reaches  the  overflow  it  has  received  so  much  added  water  from  the  stag- 
nant pool,  that  only  the  top  portion  of  the  current  can  pass  off  by  the  overflow; 
the  rest  passes  down  as  a  return  eddy,  disturbing  the  stagnant  pool  and  send- 
ing fine  slimes  into  the  spigot  product,  which  belonged  in  the  overflow. 

§329.  Results  of  the  Investigation. — The  following  considerations, 
derived  from  the  above  investigation,  show  how  the  quality  of  the  work  is 
affected  according  as  the  formation  of  a  uniform  current  is  helped  or  hindered: 
(1)  The  relative  height  of  feed-sole  and  overflow.  (2)  The  slope  of  the  feed- 
sole.     (3)  The  quantity  of  pulp  per  unit  of  width. 

In  regard  to  the  height  of  the  feed-sole,  the  experiments  of  the  author  cor- 
roborate the  position  held  by  Rittinger,  namely,  that  the  surface  of  the  feed-sole 
at  the  junction  with  the  box  should  be  exactly  level  with  the  overflow.  If  it  is 
25.4  mm.  above  the  level,  a  plunging  stream  (see  Fig.  273),  which  seeks  the 
bottom  of  the  box,  will  be  obtained ;  less  elevations  will  tend  in  the  same  direc- 

*  Tbo  exact  figures  Bhould  have  been  89l1,  BO.8  and  89.5  kiloe  for  the  width  of  SOS  nun.  Ibeerror  waemade 
by  aeeident,  but  the  differenee  is  of  BO  momeat  in  thli  eoDiieotkm. 
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tion  to  a  less  degree.  If  it  is  depressed  25.4  mm.  below  the  overflow,  the  velocity 
is  greatly  retarded  and  the  current  wedge  widened;  less  depressions  have  the 
same  effect  to  a  less  degree. 


FIG.    270. — FEED   HORIZONTAL  AND   LEVEL    WITH   OUTLET.      CURRENT,    86.4   KILOS 
PER  MINUTE.      WEDGE  ANGLE,   10®. 

In  regard  to  the  slope  of  the  feed-sole,  it  is  found  that  if  it  is  horizontal,  an 
ii^rt^alar  bank  of  sediment  will  settle  upon  the  feed-sole,  deranging  the  evenness 


FIG.   271. FEED   HORIZONTAL   AND   LEVEL   WITH    OUTLET.      CURRENT,    38.6    KILOS 

PER   MINUTE.      WEDGE    ANGLE,    20®. 
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of  thf  work ;  if  it  is  too  steep,  the  current  takes  with  it  too  mueh  eddy  water^ 
thereby  slowint^  the  eiirrt*nt  mMl  widening'  the  wet%e;  if  its  slope  angle  is  greater 


2^;^, — hEEU    SLOPING    5^'     LLV..W     .v....     uVLiaXUVV,      CUUKliiNT^    5G*4     KILOS 
PEK  MINUTE.       WEDtiE  ANULK,  6''. 


FIG.   373. — FiiEO    HOEIZONTAL;   elevated    2oA   mm.      GtrHEEXT,    86.i    SILQS    FEB 
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than  half  of  that  made  by  the  surface  of  the  water  with  the  plane  of  the  head 
end  of  the  box^  then  the  current  will  dive  down  and  hug  the  head  end  of  the 
box.  The  slope  angle  of  the  feed-sole,  which  gives  the  best  results  is  5"",  possi- 
bly varying  to  lO"".  Compare  Pig  272  with  270  and  271,  with  all  the  different 
water  quantities.  It  gives  the  highest  speed  of  current,  the  narrowest  wedge 
angle  and  no  sediment  on  the  feed-sole.  On  the  other  hand  it  is  true  that  the 
higher  the  velocity  of  the  water,  the  narrower  will  be  the  wedge  angle.  It  is 
also  true  that  the  5°  feed  slope  appears  to  reach  a  minimum  in  this  respect,  and 
when  high  speed  of  water  was  attained  by  using  a  cycloidal  feed-sole  with  152.4 
mm.  fall,  no  gain  was  found  in  the  angle. 

in  regard  to  the  quantity  of  pulp  per  unit  of  width,  it  is  found  that  the 
retarding  of  the  current  and  the  increase  of  the  wedge  angle  are  less  with 
larger  and  more  with  smaller  quantities  of  pulp.  For  example,  with  5""  slope 
of  feed-sole,  feeding  pulp  at  the  level  of  the  overflow,  angles  oi  the  current 
wedge  were  obtained  as  given  in  Table  239.     Compare  also  Figs.  270  and  271. 


TABLB 


. — V7EDGB    ANGLES    FOB    DIFFERENT    QUANTITIES    OF    PULP    PER    UNIT 
OF  WIDTH. 


Width. 

Width,  Ckirre- 

apondingto  100 

LiteraPttlp 

per  Minute. 

Angtofofthe 
Current  Wedge. 

M.O 
190.0 

Mm. 
S85.S 
854.6 
6M.4 

16 

to 

To  show  the  proportion  between  the  overflow  and  the  eddy  current^  an  ap- 
proximate estimate  was  made  of  the  two  quantities,  which  yielded  the  values 
given  in  Table  240.    These  figures  give  an  approximate  idea*  of  the  amount  of 

TABLB  240. — SHOWING   THE   PB0P0BTI0N8   BETWEEN   THE   OVBRFLOW   AND   BODY 
CURRENTS  FOR  VARIOUS  RATES  OF  FEED. 


Feed  Water 
per  Minute. 

Overflow  per 
Minute. 

Eddy  Current 
per  Minute. 

Ratio  of  Eddy 

Current  to  Feed 

Water. 

Kilos. 
86.4 
67.8 
88.6 

Kilos. 
86.4 
67.8 
88.6 

Kilos. 
188.1 
8B8.7 
886.6 

1.6 
4.6 
6.8 

water  picked  up  by  the  main  current,  while  forming  the  wedge,  during  its 
passage,  which  amount,  of  course,  is  equal  to  that  given  up  in  the  return  eddy 
current.  It  should  be  noted  that  the  top  of  the  wedge  is  moving  much  more 
rapidly  (275  mm.,  211  mm.  and  179  mm.  per  second,  for  the  three  ratios  of 
feed  given  above),  than  the  bottom  of  the  wedge  at  the  widest  part  (76  mm., 
63  inm.,  and  35  mm.  per  second).  To  try  to  reduce  the  eddy  current,  the 
author  experimented  with  a  horizontal  board  perforated  with  holes  6.36  nmi. 
in  diameter  and  25.4  mm.  from  center  to  center,  one  row  staggered  with  the 
next,  placed  over  the  stagnant  pool,  for  confining  the  current  at  the  surface, 
and  finds  that  it  largely  does  away  with  the  mixing  of  fine  silt  with  the  spigot 
product,  if  a  balanced  hydraulic  is  used.  The  advantage  is  more  marked  with 
the  higher  speed  than  with  the  lower. 
The  author^s  conclusions  are  that  the  box  classifier  is  a  scientifically  imper- 
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feet  apparatus.    It  cannot  be  fed  with  such  a  product  or  at  such  a  rate,  or 
with  such  adjustments  that  it  will  do  perfect  work.    There  is  always  the  return 


"tt-JL-L 


MilUnMten 


JT 


PIO.  274a. — PLAN  OP  rittinoer's  spitzkasten  apparatus. 


FIG.    2746. — LONGITUDIXAL    SECTION. 
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FIG.     276a. — LONGITUDINAL  FIG.  2756. 

SECTION      OF      FIRST  — 0  R  OSS 

BOX.  SEOTiaN. 

MiniiD«t«n 


FIG.     276a. — LONGITUDINAL    SECTION 
OF    SECOND   BOX. 


FIG.  2766.— 
CROSS  SEC- 
TION. 


eddy  current  to  contaminate  the  spigot  product.     In  this  respect  it  differs  from 
the  best  of  the  hydraulic  classifiers,  for  they  can  do  perfect  work  if  they  ai« 
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run  dowly  with  plenty  of  hydraulic  water,  and  their  departure  from  perfect 
-work  is  due  to  the  rush  and  drive  to  get  commercial  results.  To  get  the  best 
results  from  it  with  normal  running,  use  5°  slope  for  the  feed-sole,  enter  the 
feed  at  the  level  of  the  overflow  and  have  the  overflow  perfectly  level.  To  get 
the  best  results  where  it  is  desired  to  keep  rich,  fine  slimes  out  of  the  earlier 
spigot  products,  use  slightly  deficient  hydraulic  water,  which  nearly  supplies 
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PIG.     2776. — CROSS      FIG.  277a. — longitudinal  section  of  third 
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FIG.   278a. — LONGITUDINAL  SECTION  OF 
FOURTH  BOX, 
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FIG.  2786. — CROSS  SECTION. 


the  spigot  with  water.  This  wiU  be  commercially  wise  only  when  the  fine 
slimes  are  very  rich.  The  supply  of  hydraulic  water  is  better  introduced  from 
below,  so  as  not  in  any  way  to  disturb  or  interrupt  the  surface  current.  The 
hydraulic  pipe  in  this  case  is  best  of  large  size  in  order  that  the  hydraulic  water 
may  have  a  low  velocity. 

Comparing  a  surface  current  with  a  whole  current,  the  former  stretches  out 
the  products  in  space  to  suit  the  positions  of  the  machines  and  at  the  same  time, 
gives  the  more  perfect  sorting.  The  machines  following  a  surface  current  appa- 
ratus get  the  better  sorted  products  for  feed. 

§  330.  Rittinger's  Pointed  Boxes  or  Spitzkasten  Apparatus. — (See  Pigs. 
274a-2786.) — ^This  is  a  series  of  hopper-shaped  or  pointed  boxes  in  which  the 
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width  of  each  is  double  that  of  its  predecessor,  while  the  lengths  increase  by 
arithmetical  progression.  He  recommends  for  each  Austrian  cubic  foot 
(31.5867  liters)  of  pulp  fed  per  minute,  a  width  of  0.1  Austrian  foot  (31.6108 
mm.)  for  the  first  box  and  the  sizes  of  boxes  which  he  gives  for  treating  20 
cubic  feet  (631.7  liters)  per  minute,  making  four  spigot  products  and  an 
overflow,  are  shown  in  Table  241. 

TABLE   241. — SIZBS   OF  RITTINOER'S   POINTED  BOXES. 


Width  of  Box. 

Leii«UiofBoz. 

Auttrian  Feet. 

Istboz % 

2dbo3L 4 

Sdboz. 8 

ithboz le 

Mm. 
688 

8,688 
8.068 

Austrian  Feet 

letbox 8 

Sdbox 8 

8dbox 18 

4th  box. 16 

Mm. 
1,897 
8^845 
8,788 
4,748 

The  sides  h  of  the  boxes  must  slope  as  much  as  45''  with  the  horizontal  else 
banks  will  form  which  are  liable  to  slide  down  and  choke  the  spigot.  He  recom- 
mends 50^  as  a  good  minimum  slope  to  adopt.  If  the  slope  is  steeper  than  50^ 
for  the  larger  boxes^  they  become  unreasonably  deep  and  require  too  much  mill 
height.  If  a  spigot  is  placed  at  the  apex,  too  large  a  quantity  of  discharge  will 
be  made;  a  rising  discharge  ^  (see  also  §296)  will  be  preferred.  For  the 
first  spigot,  the  outlet  of  the  rising  discharge  should  be  3  to  3^  feet  below  the 
surface  of  the  water  in  the  box ;  for  the  last,  2  to  2^  feet. 

Bittinger  gives  the  following  instructions  in  regard  to  the  use  of  his  box 
classifier  or  spitzkasten  apparat.  The  feed-sole  h  must  be  horizontal  and  at  a 
level  with  the  overflow.  The  launders  connecting  the  boxes  must  slope  as  follows: 
Feed  to  first  box,  1  to  IJ  inches  in  6  feet ;  between  first  and  second  box,  i  to  } 
inch  in  6  feet;  between  second  and  third  box,  i  to  ^  inch  in  6  feet;  between 
third  and  fourth  box,  i  to  i  inch  in  6  feet.  The  launders  need  a  section  of 
5  square  inches  for  each  cubic  foot  of  pulp  passing  through  them  per  minute. 
Distributors  will  be  needed  to  feed  pulp  evenly  to  the  whole  width  of  the  later 
boxes.  Where  the  overflow  is  collected  in  a  launder  across  the  end,  the  water 
should  have  a  drop  of  4  to  6  inches,  to  guarantee  no  backing  up  and  disturbance 
in  the  current  in  the  box. 

In  construction,  No.  1  and  No.  2  boxes  will  have  vertical  sides  and  sloping 
ends;  No.  3  and  No.  4  boxes  will  be  hopper-form  with  all  four  sides  sloping 
to  a  point.  No.  4  needs  a  vertical  gate  or  deflector  q  extending  18  inches  down 
from  the  surface  to  within  6*  inches  of  the  sloping  end,  and  placed  18  inches 
from  the  feed  end.  This  deflector  removes  this  box  from  the  surface  current 
classifiers  and  makes  it  a  whole  current  classifier.  The  goose-neck  spigot  must 
not  choke;  it  can  be  cleared  by  wire  outside,  by  little  spatula  inside,  or  by 
pulling  out  the  plugs. 

The  whole  feed  pulp  may  pass  through  a  screen  with  1-mm.  holes  to  sift  out 
coarse  rock  and  fibre  before  reaching  the  box  classifier.  The  apparatus  should 
run  continuously,  as  it  requires  care  in  starting  and  takes  a  little  time  to  get 
into  good  running  order.  It  should  not  be  stopped  at  the  moment  the  ore  stops, 
as  it  will  choke  with  the  sediment  still  fioating  in  its  boxes. 

The  diameter  of  the  spigot  pipes  must  be  from  i  inch  to  f  inch,  according  to 
circumstiances.  The  per  cent,  which  each  spigot  product  is  of  the  total,  may 
be  40  for  the  first,  28  for  the  second,  18  for  the  third,  10  for  the  fourth  and 
4  for  the  overfiow ;  or  stated  in  weight,  the  yield  will  be :  In  No.  1  spigot,  25 
pounds  dry  slime  per  cubic  foot  of  water;  in  No.  2,  20  pounds;  in  No.  3,  15 
pounds;  in  No.  4,  10  pounds;  in  the  overfow,  3  to  6  ounces. 

Separate  boxes  with  connecting  launders  (spitzJecisten  appartU)  are  reoom- 
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mended,  where  over  10  cubic  feet  of  pulp  per  minute  are  to  be  treated,  and 
where  less,  tiie  hoppers  are  to  be  made  all  in  one  tank,  widening  from  feed  to 
overflow  (spHzgertnne) . 

If  a  box  classifier  has  only  a  portion  of  the  quantity  of  pulp  it  is  designed 
for,  the  quantity  must  be  brought  up  with  clear  water,  or  vertical  longitudinal 
partitions  18  inches  deep  and  not  necessarily  extending  to  the  bottom,  may  be 
dropped  in,  using  a  proportional  part  of  the  boxes.  In  case  the  fine  slime  con- 
taminating the  earlier  spigots  is  very  rich  and,  therefore,  causes  too  much  loss, 
the  use  of  a  balanced  hydraulic  is  recommended  to  supply  sufficient  water  for 
the  spigot  discharge,  but  no  more. 

The  great  advantages  resulting  from  the  displacement  of  the  labyrinth  by 
Rittingei^s  apitzkasten  apparat  are:  The  labor  of  shoveling  is  saved  by  the 
continuous  feed  and  discharge;  the  ore  is  not  settled  down  hard,  requiring  to 
be  softened  up  and  dilu{ed  before  its  final  treatment;  the  greasy  flotation  and 
loss,  due  to  partial  drying  of  pulp,  is  avoided. 

§  331.  Linkenbach's  Pointed  Boxes,  Dimensions  in  the  Harz. — ^Linken- 
bach  recommends  for  100  liters  of  pulp  per  minute,  0.25  mm.  to  0  in  diameter, 
a  box  classifier  with  three  hoppers,  widening  from  175  mm.  at  the  feed  end  of 
the  first  to  605  mm.  at  the  overflow  end  of  the  last  (spitzgerinne),  which  has 
a  middle  width  of  jEirst  box  of  228  mm. ;  of  second  box  of  342  mm. ;  and  of 
third  box  of  513  mm.  A  box  classifier  for  600  liters  per  minute  would  be  six 
times  those  widths.  The  length  of  the  boxes  he  makes  3,600,  4,800  and  6,000 
mm.  respectively,  whatever  may  be  the  width.  The  size  of  the  rising  spigot 
pipes  or  goose-necks,  is  30X30  mm.,  and  tiieir  outlets  are  600  to  700  mm. 
below  the  water  level  inside  the  boxes,  the  earlier  deeper  than  the  later.  He 
recommends  the  50^  minimum  for  slope  of  sides,  a  feed  sole  sloping  6^^  accord- 
ing to  his  drawing,  and  entering  at  the  level  of  the  overflow,  cross  partitions 
between  the  hoppers,  which  come  to  the  level  of  the  overflow.  In  case  a  box 
classifler  for  900  liters  per  minute  is  wanted,  in  which  the  loss  of  mill  height 
would  be  large,  he  recommends  cutting  down  that  height  by  replacing  each  hop- 
per by  several  small  hoppers.  He  would  have  6  hoppers  for  the  first,  6  for  the 
second  and  9  for  the  third. 

In  the  Harz'  a  spitzhcLsten  apparatus  with  four  boxes,  treating  9  tons  dry 
weight  of  finely  stamped  ore  in  24  hours,  has  the  dimensions  given  in  Table 
242. 


TABLE   242. — ^DIMENSIONS   OF  A   SPITZKASTEN  APPABATUS   IN   THE   HABZ. 


Length  at 
Water  LeveL 

Width  at 
Water  LereL 

Depth. 

No.  1 

Metera. 
1.78 
S.60 
8.46 
4.88 

Meters. 
0.48 
0.78 
1.896 
8.904 

Meters. 
1.16 
1.788 
8.804 
8.880 

No. « 

Ho.  8. 

No.  4 

§  332.  SuBFACB  Current  Box  Classifiers  in  the  Mills. — ^Table  243  shows 
the  box  classifiers  from  the  mills  which  are  believed  to  use  surface  currents. 
The  first  nine  and  the  last  two  in  the  table  are  practically  the  Bittinger  pointed 
boxes.  The  remainder  are  V  boxes,  but  are  so  short  that  they  probably  act  as 
surface  current  and  not  as  whole  current  classifiers.  They  all  discharge  continu- 
ously by  spigots  and  have  no  hydraulic  water.  The  slope  angle  of  the  sides  and 
ends  of  the  boxes  is  generally  steeper  than  Bittinger's  50^. 

The  material  fed  is  in  almost  every  case  the  overflow  of  a  preceding  classifier. 
There  are,  however,  two  cases  of  entirely  exceptional  character.  In  Mill  31, 
there  is  one  apparatus  treating  ore,  which  is  fed  with  undersize  of  a  4-mm. 
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TABLE  243. — SURFACE  CURBENT  BOX  CLAS8IFIEB8. 

Abl)raftettoiM.-4lte.adlatrflraton:  dis.  b.sdJ8tribatii«boz;  Ftsfeet;  Hy.shjdnoUe;  hgr.  d.sli7druilic 
dMrifler;  IiLsinehw:  J.  ILasJIffhatcliM;  1.  d.«low«r  deck;  inid,aemfcid«ng»;  ya=namber;  Or.goiqrilow  <rf; 
RltsRittiiiger;  &  o.  b.  cl.38aTnoe  ouimit  box  clavifler;  sL  tssUme  table;  ■p.^qtigoti;  tr.=tranBMl;  a.  d. 
sufiper  de^;  UlLsaiideniaeof-  iinw.=uDwmteriii|r;  Yer.sTertloAl;  w.  e.box  cL=wbioleoan«nt  box  c' 


15 


86 


86 


1  Two  pointed  boxes. 

(Bee  Fig.  A.) 
Two  pointed  boxes. 

(See  Fig.  B.; 
Two  pointed 


with  8  eplgots  In 
IstMidilnM. 

Pointed  box  (d).... 

Pointed  box  (•).... 


Dedgn. 


Ft  In. 
8   7 

510  8 
8  i 
6     8 


Pointed  boxXf)-* 

t  Pointed  box  (^).. 

Pointed  box  <^).. 

Two  pointed  boaee 
(0 


Yboz  with  8  ppig- 
ots.  OSeeFlg.  (?> 

V  box  with  6  sp. 
(fcV.(SeeFlg.D). 


Vbox  with8  tplg- 
ote.  (BeeFig.ic.) 

Tank  with  0  hop- 
pen  and  0  qplgots. 

V  box  with  8  hop- 


Two  pointed  boxes. 


Pointed  box... 


Length 


Ft  In. 
a8 
aft 
aS  11 
ai   OK 


8     8 


4     0 


IB  0 

18  0 

4  0 

90  0 

18  0 

4  0 

84  0 

86  0 


6     0 


Width. 


8     8 


4     0 


8     0 

8   m 


t     6 


9     8 


8     8 


Depth. 


Ft  In. 
8     0 

8     0 

e8   01 

6    Of 


8     0 


6     0 


10  0 

8  8 

8  0 

8  0 

8  0 

8  0 

8  0 


4     0 


80* 


80* 
«8«- 

68» 


71H« 
8^< 


9W 


80* 


80* 
BBM- 

e4H- 

««• 

Vor. 

Ver. 
Ver. 
Ver. 


t^ 


Or.   No.  1  by. 

olassifler. 
Or.   No.  1  by. 


Or.  No.  1  hr.  el. 
and  mid.  from 


IM 


Feed. 


(l)1V>Nol 

[8)  To  No  8  table 
[l>ToNo.lBLt 
(8)ToNo.8BLt. 
(1)  (8)  To  No.  1 
slime  table. 
(8)(4)(6)ToNo. 


To  trunkingNo.  8  a.  fr 

boxcL 
To  trunkingNa  8  s.  c. 
"*  boxcL 


distributon  Na 


To 

for 
To 

for  Jigs. 
To  dta.  f or  Rit 


Undersise  of 
No.  8  trommel 
4  mm.  toO. 

Ot.  No.  1  ft  No. 
4  8.  o.  b.  cL 

Or.  No.  8  s.  e. 
box  claasUler. 

Undersise  of 
No.  8  trommel 
8.5  mm.  to  0. 

Ot.  No.  1   by. 


Or.  No.  1  s.  c. 
box 


Third   sp.   and 
OT.  No.  i  by.  el. 


Ov.   No.  1  by. 
classiiler. 


Destination  of 


Spigot 
Products^ 


tableNo.  1  w.  c 


% 


Part  of  T  H., 

8.07  mm.  to  0. 
Rest  of  J.  H.  ft 

OT.Nals.G.b. 

cl.  8.87  mm  to  0 
Or.  No.  8  s.  c. 

box  olassifler. 
Or.  No.  8  s.  c 

box  olassifler. 
Or.  No.  4  s.  c. 

box  dassifler. 
Spigots  of  No.  8  (1)  To  Q.  d.  No. 


(9)  To  L  d.  No. 
SsUmetable. 
(1)  To  No.  6  jig. 
(8)  To  No.  7  jig. 
(8)  To  Na  8  Jig. 
All  to  No.   1 


All  to  No.   1 
slime  table. 

(l)ToNo.01Ig. 

(9)  To  No.  10  W 

(8)T0No.nlig. 

(l)Todla.b.r 
■lime  table. 

(8-6)  Not  used. 

8  sp.  to  dia.  b. 
for  sUme  table 

6  sp.  not  used. 

(l)TosLtorto 
No.  1  Tanner. 

(8)  To  No.  8  Tan- 
ner. 

To  No.  1  bump- 
ing  table. 


Orerflov. 


bozd. 


S2f 


4  s.  c 

box  cL 
Na  5  s.  c. 

boxoL 
Ka  1  miv. 

box. 
Na  1  w.  a 

boxcL 


No.  8  s.  a 
boxcL 

Na  8  SL  fr 

boxoL 
No.  1  w.  a 

boxol 
Na  8  t.a 

boxoL 


No.  8  a  a 
boxcL 


Wai 


inches  deep,    (o)  Pointed  box  with  Terti- 
ih)  Pointed  box  with  two  8pi|p>ta  and  ni^ 


(a)  These  are  aTerages.  (b)  The  total  length,  straight  is  18  feet  8  inches,  (c)  These  are  approximate,  (d) 
Pointed  box  with  feed  at  one  end,  and  orerflow  at  one  sida  Both  are  on  the  same  level  and  are  10  inches  wide. 
7  inches  high  and  5  inches  below  the  top.  (e)  Pointed  box  with  Tortical  sides  at  the  top  18  incbea  high.  M 
at  one  end,  and  has  OTorflow  18  inches  wide  and  19  inches  deep.  (/)  Pointed  box  with  Tertical  sides  at  the 
top  80  taiches  high.  Fed  at  one  end  by  a  spout  18  inches  wide  and  19  id(  ~ 
cai  sides  at  the  top  80  inches  high.  Fed  at  end  OTor  the  full  width. 


cal  sides  at  the  top  61  inches  high.  Fed  at  end  OTor  a  width  of  4  feet  (0  Two  pointed  boxes  witii  flTe  spigota. 
Fed  OTor  a  board,  dellTering  backward  at  one  end.  (J)  These  two  Talaes  are  the  top  and  bottom  wiOBii 
respectiTely.  (k)  This  has  four  onws  parttttona,  each  9  feet  high. 


naB 


'^^^  vMi  »h:.  .tab.  l\  lMh« 


1^— 

TU. 

■j^? 


rrc==? 


Rax 
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trommel  and  another  treating  middlings,  which  is  fed  with  the  undersize  of  a 
2^-mm.  trommel.  In  these  two  cases,  the  first  spigot  product  will  contain  mineral 
grains  as  large  as  the  largest  grain  of  gangue;  the  later  only  will  be  true  sorted 
products. 

In  Mill  15  the  first  box  has  a  horizontal  checker  work  of  wood  strips  }X2^ 
inches  on  edge,  leaving  holes  1|  inches  square,  which  has  for  its  object  the  con- 
fining of  the  surface  current  at  the  top  of  the  water. 

Sizing  tests  of  the  classifiers  of  Mills  22  and  28  are  given  in  §  352. 

V.  Whole  Cubbbnt  Box  Culssifisbs. 

§  333.  Oenebal. — ^The  ideal  classifier  of  this  group  is  provided  with  a  feed 
apparatus  which  distributes  the  pulp  over  the  whole  cross  section,  starting  all 
parts  of  the  current  alike,  and  maintaining  its  flow  at  a  uniform  rate  to  the 
further  end.  It  should  be  designed  according  to  the  rules  given  for  settling 
tanks,  which  are  preferably  square  with  bottom  divided  up  into  small  hoppers 
(see  §341-348). 

The  speed  of  the  current  is  much  slower  than  that  of  the  surface  current  box, 
and  its  carrying  power  for  the  coarser  grains  is  very  much  less.  Orains  of 
any  specified  size  will,  therefore,  be  dropped  very  much  nearer  the  head  end 
than  in  a  surface  current  apparatus.  If  it  is  discharged  continuously  by  spigots, 
each  spigot  product  will  be  contaminated  with  fine  slimes  which  belong  in  later 
spigots  or  in  the  overfiow. 

These  classifiers  in  the  square  form,  with  hoppers  below,  are  the  most  perfect 
settlers  there  are,  but  they  yield  the  products  so  nearly  together  at  the  start  that 
unless  this  has  been  allowed  for  in  mill  construction,  the  mill  man  finds  his 
first  vanner  or  table  overloaded  and  his  last  with  nothing  upon  it.  This  diffi- 
culty is  easily  remedied  by  laimders,  if  the  mill  has  a  little  height  to  spare,  and 
the  advantage  of  the  good  settling  may  be  utilized  in  one  of  two  ways: 

(1)  If  it  is  desired  to  feed  the  machines  which  follow,  with  classified  prod- 
uctSy  then  the  collecting  launders  for  the  spigots  will  run  across  under  the  tank, 
collecting  all  the  No.  1  spigots  together  (see  Fig.  279),  the  No.  2  together,  and 
so  on.  Thus,  in  a  case  where  four  grades  of  products  were  being  made,  the 
first  coarser  product  may  be  sent  to  two  or  more  machines  designed  to  treat  it. 
The  No.  2  spigots  will  probably  supply  one  machine.  The  No. 
3  and  No.  4  spigots  may  need  to  be  combined  to  feed  one 
machine. 

(2)   If  it  is  desired  to  feed  whole  pulp  to  every  machine, 
then  the  collecting  launders  may  run  lengthwise  under  the  tank 
and  each  launder  receives  a  like  quantity  and  size  as  its  neigh- 
bor from  its  set  of  spigots,  one  each  of  No.  1,  No.  2,  No.  3 
and  so  on,  and  all  the  machines  which  follow  are  fed  alike, 
no.  279.      ^^*^  *^  *^  quality  and  quantity  of  pulp.     Whichever  of  these 
schemes  is  adopted,  the  overflow  is  thoroughly  scfttled  waste 
water. 
Such  a  tank  will  require  at  the  feed  end  a  large  surface  of  fine  screen,  1-mm. 
holes  punched  in  plate,  to  remove  the  fibre  and  chips  of  wood  floating  in  the 
water,  and  a  vertical  screen  plate,  with  perhaps  ^-inch  holes,  to  break  up  the 
current  and  start  uniform  velocity. 

A  y  box  may  give  almost  equally  good  results  if  it  has  sufficient  size,  both 
in  section  and  length,  and  has  a  row  of  spigots  along  the  bottom.  The  two 
qualities  of  products  may  easily  be  obtained  here  as  in  the  other  case,  by  send- 
ing successive  spigot  products  to  the  successive  machines  where  approximately 
ported  products  are  wanted,  or  by  collecting  all  the  spigot  products  together 
and  then  distributing  them  where  like  whole  pulp  is  desired  on  all  machines. 


444 


ORE  DRESSING. 


§  Z'6Z 


TABLE    244. — WHOLE    CUBBENT    BOX    CLASSIFIERS. 

Abbrerlations.-'-e.  t.=caDTas  tablet;  diasdlstributon;  dit.  t=di8tributlog  tank;  Pt.=feet:  H.=lie«diof: 
hy.  cl.=b7drauUc  claasiiler;  Insinches;  1.  d.=lower  deck;  mid. = middlings;  N.:=noDe;  No.snumber;  Ot.= 
OYorHow  of;  Beet. = rectangular;  Bit.  t.=Blctinger  tablet:  s.  c.  b.  cl.=8urface  current  box  claanfler;  ■et.t.= 
aetUing  tank;  si.  t.=8Ume  table;  Ta.staiUng8  of;  Tan.s=vanner;  Ver.sTertical;  w.  c.  box  cL= whole  current 
box  classifler. 


15 

18 
19 

94 

94 

94 
94 

95 
87 
97 

96 
90 

90 
90 
81 
81 
88 
89 
85 
88 
88 
80 
80 


1 
1 
1 
1 
1 
o 
1 
4 
5 

40s 

41 

41 

49 


4V 


Design. 


_   box 

(See  Fig.  A.) 

Oone(a). 

A  cone  with  9 

spigots. 
Beet,  box  (55).. 

(See  Fig.  B.) 
Beet,  box  (e). 

(3eeFig.  C.) 


Pointed  box  (d) 
(See  Fig.  D.) 

Box  (dd).  (See 
Fig.  E.) 
box(e«).. 


V  tank(^).... 
(SeeFiff.F.) 

V  tank  Qyy)... 
(See  Fig.  O.) 

V  tankrXA).... 
(See  Fig.  H.) 

V  box  «).... 
(Bee  Fig.  I.) 


V  box  with  4 

V*box  with  4 
spigots. 

V  b^  with  4 
spigots. 

V  box    with  4 


r'a^^e^ 


(See Fig..  , 

V  tank  Xfck-. 
(See  Fig.  k.J 

Two  V  tanks  (I). 
(See  Fig.  L.) 

V  tank  with  4 
spigots  ioo). 

V  tank  with  4 
spigots. 

y  tanks  (o). 
(See  Fig.  M.) 

^»!«~ 

y  tank  with  8 

cross  Vs  it\ 
Tank  («X   0 


CS^ 

Fig.O.) 
V  tanks, 

with  4  spigots 
A  y  tank  (to). 

(See  Fig.  P.) 


y  tank  (or).. 
Rect.  tank  (y). 


Length 


Ft.  In. 
6     1 

58     6 
56     0 

8     5 

0    10 


8  8 

11  0 

10  0 

15  0 

18  10 

96  9 

9  4 

1  4 

1  4 

1  4 

1  4 


88     0 

19     0 


Width. 


Ft.  In. 
9     1 

8     0 


1  9 

8  8 

8  8 

6  6 

0  6 

8  8 

0  7 

8  0 

i«  1 

0  7H 


i9  8 
1  4 
1     6 


'I 
'I 

4 

'I 

4 

n 

86 


6  0 

8  6 

8  9 

1  6 


Depth. 


Ft  In. 
4     0 
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Or.  No.  9  w.  c. 

box  classifler. 
Ot.  No.  8  w.  c. 

b3x  classifier. 
(/) 

OT.No.lhj.cL 

Or.  Na   1  w.  c. 

box  classifler. 
Or.  Na  9  hr.  d. 

ft  No.  1  s.  CD.  el. 


in) 
H 

1i 


DeiitlnatioD  of 


Feed. 


Ot.  Na  1  s.c.  b.cl. 

Or.  No.  1  hy.  d... 
Ot.No.  Ihy.d.. 


Ta.  No.  5  Jig..... 

Oy.  No.  1  w.  c.  b. 
cL(oc) 


Spigot  Products. 


To  No.  9  sL  table 


AUtoNaejigs. 

(]a)ToNal8Lt. 
(lb)Ty>No.9sLt. 

(9a)  Not  used 

ab)ToNa9sLt. 
ToNaSsLt.. 


AUtoNa4sLt. 

To  dis.  for  Bit.  t 

To  Woodbury 
Tanners. 
To  sUme  tables 

Alltol.  d.of  No. 
9slime  table. 


Or.  No.  1  hy.  el.    (1)  To  Na  1  si.  i... 

(«)ToNa9sLt... 

(8)  To  Nos.  1  and 
8sl.  t. 

(4)ToNaS«l.  t... 
Or.  Na  1  dis.  t.     (l)CB)Ty>No.7van. 

(8X4)  To  No.  8  Tan. 
Or.  Na  9  w.  c.  (l)(8)ToNaOTan. 


DOZ 


box 
OT.Na8s.c.b.el. 

Ot.  No.  1  w.  c. 
box 

Or.  Nos.  1  and  9 
d. 
l.d.oCsl.  t. 

Or.  Nos.  1  aDd9 
hy.d. 
(J» 

ipp) 

Or.  No.  9  hy.  cL.. 

OT.No.4by.d.. 


HOT. 


Noe.1  and  9 

hy.d. 
Ot.  Nos.  9  and  6  Tb  Tanners. 

hy.d. 
Ot.  No.  1  w.  c. 

box  classifler. 
Ot.  hy.d. 


Spigot  of  No.  1 
onwaterfngbox. 


Ow,  No.  1  w.  c. 

box  classifler. 

Rlstsetofat, 


To^ 

To  slime  table... 


(DTtoNo.  1 
(9)  To  No.  9  table. 
(8)  To  No.  9  table. 
(4)  To  Na  4  table. 
Tb8 


(*) 


Waste. 

Na  1  set.  t 
No.  1  set.  t. 

No.  9  w.  c. 

boxd. 
No.  9  w.  e 

boxcL 


Na  4  w.  6 
boxd. 
(«) 

Boserrofr 

pood. 
No.  9  w.  c. 

boxd. 
Wastei 

Wastei 

Na  1  dis.  t 


No.  8  w.  & 
box  cL 
Nal  sett 

No.  9  w.  c. 
boxcL 
yannera. 

Wssta 

Wasta 

Wssta 

Waste. 


Wasta 

Waste. 

Nona 

Na  9  w.  e. 
boxd. 
Nalselt 


Nalsett 


No.  9  w.  OL 
box  d. 


Na  1  set  t. 
9dsetotfrt 


(a)  Ck>De  with  feed  about  0  inches  aboTe  OTerflow  (see  0,  Fig.  940).    (5)  Diameter, 
with  a  croM  dam  91H  inches  high  and  a  Tertical  deflector  1  mch  thick  and  8  inches 


box 

^ lOincbei 

from  the  feed  end.  (e)  Bectanguiar  box  with  a  cross  dam  to  its  full  height  and  four  spigots,  (oc)  HkldUngi 
of  slime  table  are  also  fed  to  second  compartment  (d)  Pointed  box  with  one  end  Tertical,  one  end  sloping  47^' 
and  each  side  sloping  06*.  (dd)  Box  with  two  compartments  each  with  one  side  Tertical.  one  side  slcnaing  40"  m 
each  end  sloping  wyL*  .  (e)  Sometimes  to  No.  1  settling  tank  but  usually  to  pond,  (ee)  A  y  box  with  1  n>igot 
Ends  are  Tertical  and  sides  are  Tertical  for  10  inches  and  then  skn)e  68U*  to  the  bottom.  (/)  Spigot  of  1^.  1 
onwatering  box  and  middlings  of  No.  1  and  No.  9  slime  tables.    Iff)  A  y  tank  with  hoppeis.    (g)  This  also 
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has  a  9^-incfa  srooee  neck  which  is  not  used.  (sfQ)  A  V  tank  with  5  spigotB  and  no  hoppers;  the  sides  are  Terti- 
cal  for  19  inches  from  the  top;  the  feed  launder  is  at  one  end  and  is  94  Inches  wide  and  8  inches  deep;  the 
overflow  is  over  the  whole  width  of  the  other  end  and  is  8  inches  deep.  (A)  Tliis  is  a  goose  neck,  {hh)  A  V 
tank  with  5  spigots;  it  is  fed  by  a  transrerae  launder  with  forward  pointing  auger  holes,  (i)  A  V  box  with 
threecroes  partitions  and  a  catch  hopper  at  the  end;  partitions  do  not  extend  to  the  bottom;  water  is  4  Inches 
deep  over  the  fimt  partition  and  8  inches  over  the  last,  (j)  These  two  values  are  the  top  and  bottom  widths 
respectively.  (j»)  Four  tiers  of  tanks  all  with  the  same  cross  section  and  with  several  spigots  in  each  tank. 
ik)  A  y  tank  witn  four  compartments  and  sixteen  spigots,  ikk)  Each  compartment  feeds  a  vanner.  (i)  Two  V 
tanks  side  by  side  with  twenty-four  spigots,  (m)  Approximately,  (n)  44  inch  for  first  tank,  \i  inch  for  sec- 
ond tank,  {nn)  (1—9)  to  No.  1  slime  table;  (7--12)  to  No.  8  slime  table;  (1S--15)  to  No.  1  vanner;  (16—18)  to  No. 
2  vanner;  (10— atn  to  No.  8  vanner;  (28— M)  to  No.  4  vanner.    (o)  Two  sets  with  4  in  aeries  in  each  set.    ipo)  A 


V  tank  with  4  spigots;  a  6-meah  screen  catches  sticks  in  the  feed,  (p)  Overflow  of  No.  1  unwaterer.  of  Nos.  1 
and  2  hydraulic  classifiers  and  second  hutches  of  N«'».  8  and  18  jigs,  (pp)  Overflow  of  Nos.  8  and  4  hydraulic 
classifierB  and  No.  8  unwatering  box.    {q)  V  tanks  with  one  side  vertical;  there  is  a  distributor,  8  feet  0  inches 


__^ __        ,,,  _       ._ , Lri,  A    X«M?t>  O  lUUUW 

long,  80  inches  wide  and  8  feet  deep  for  each  two  tanks;  each  tank  has  three  spigots,  {qq)  Each  tank  feeds 
four  vanners.  (r)  A  V  tank  with  two  spigots.  («>  Two  in  series,  (m)  A  V  tank  with  eight  spigots  and  three 
cross  j>articion8  with  openings  in  them  6  inches  above  the  bottom  of  the  tank  12  inches  hif  h  and  extending 


the  width  of  the  tank,  (f )  A  tank  with  eight  cross  V's  on  the  bottom  about  1  foot  0  inches  ^p:  a  distributor 
feeds  over  the  whole  85  feet  at  one  end;  there  are  six  spigots  in  each  V  but  only  those  in  the  first  three  V^s 
are  used,  (u)  Tank  with  two  cross  gates  and  one  cross  dam  and  with  four  spigots,  (v)  Four  sets  with  four  in 
aeries  in  each  set.  (to)  A  V  tank  with  four  spigots;  hoppera  formed  by  mud  reach  to  within  18  inches  of  the 
top  of  the  water,  (a?)  A  V  tank  with  twelve  spigots  of  which  every  fourth  one  runs  at  a  time  while  the  other 
nine  are  catching  settlings,  (y)  Rectangular  with  a  dam  8  feet  from  the  feed  end  and  8  feet  below  the  top, 
making  two  compartments,    {z)  Each  compartment  separately  to  a  vanner. 
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§  334 


Where  wooden  hoppere  are  not  provided  on  the  bottom  of  rectagxilar  tanks, 
or  where  V  tanks  are  need  and  these  tanks  have  spigots  for  continnons  dis- 
charge distributed  over  the  bottom,  then  the  sediment  will  shortly  make  its 
own  hoppers  with  almost  the  same  regularity  as  those  made  of  wood.  These  sand 
or  slime  hoppers  are,  however,  not  regarded  with  favor,  as  they  are  liable  to 
petty  land  slides,  which  may  cause  derangement  and  temporary  clogging  of  the 
spigots. 

§  334.  Data  from  the  Mills. — In  this  group,  however,  the  author  is  forced 
to  place  a  great  variety  of  irregular  current  classifiers  which  only  imperfectly 
realize  the  ideal  whole  current  (see  Table  244).  Many  of  them  use  plunging^ 
streams  which  give  a  rapid  current  along  the  bottom  toward  the  tail,  favoring- 
the  holding  of  particles  in  suspension  for  the  purpose  of  distribution  and^ 
therefore,  hindering  settling.  Some  of  them  give  surface  currents  which  rush 
toward  the  tail  until  dissipated,  but  their  forms  are  not  calculated  to  realize 
the  advantage  of  surface  currents,  if  that  was  their  purpose.     Others  seek  by 
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FIG.  280. — SKETCH  OF  ERSKINE  RAMSEY  SLUDGE  TANK. 


other  means  the  accomplishment  of  the  same  result;  for  example.  Mill  24  uses 
a  series  of  four  tanks,  the  feed  to  each  of  which  has  a  tube  or  deflector  to  force  a 
strong  current  to  the  bottom,  and  thereby  prevent  quiet  settling,  while  favoring 
distribution.  Mill  40  has  cross  partitions  with  openings  in  them  near  the  bottom. 
These  hasten  the  current  and  prevent  settling,  again  favoring  distribution.  The 
idle  top  in  this  case  has  the  further  curious  eflFect  that  the  surface  water  is 
almost  perfectly  clear,  it  having  no  office  to  perform.  Mill  30  has  cross  parti- 
tions with  notches  cut  in  the  top  and  holes  left  at  the  bottom,  both  for  hasten- 
ing the  current  to  prevent  settling,  and  favoring  distribution.  In  all  cases, 
except  Mill  78,  the  discharge  is  by  a  continuous  spigot. 

Sizing  tests  of  the  products  of  the  classifiers  in  Mills  28,  30  and  38  are  given 
in  §  352. 

§  335.  The  Eamsby  Sludge  Tank  (see  Fig.  280),  used  for  removing  waste 
from  fine  coal,  is  worthy  of  being  brought  to  the  notice  of  concentrating  works. 
It  consists  of  a  short  vertical  cylinder  with  a  conical  bottom  and  a  gate  c,  at  the 
apex,  for  removing  the  sludge.    Near  the  top  is  a  circular  deflecting  plate  a. 
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to  distribute  radially  the  water  and  sludge.  Above  it  is  a  vertical  pipe  for  feed- 
ing the  same^  and  beneath  it  a  vertical  discharge  pipe  b,  leading  to  pulsometer 
steam  pumps.  A  fresh  water  pipe  with  a  regulating  ball  cock  g,  is  also  pro- 
vided to  furnish  additional  water  in  case  the  quantity  falls  off.  The  water 
currents  are  indicated  by  the  long  arrows  and  the  falling  sludge  by  the  short 
arrows.  The  principle  of  distributing  and  settling  appears  to  be  very  perfect. 
It  yields  slate  and  pyrite  in  the  sludge,  while  the  lighter  coal  is  carried  over 
through  the  pulsometer  pumps  to  a  Hobinson  coal  washer. 

§  336.  BtJTTGENBACH's  Sepabator,  uscd  at  Tamowitz,  belongs  in  this  group. 
This  i&  a  box  about  1  meter  square  at  the  top,  1X2  meters  at  the  bottom  and 
about  2  meters  high  (see  Figs.  281a  and  2816).  In  it  are  four  hoppers,  each 
about  I  meter  square ;  the  lower  two,  la  and  lb,  are  side  by  side,  the  other  two, 
II  and  ///,  are  above  them,  and  one  over  the  other.  The  pulp  enters  the 
lower  two  through  a  column  tube  i,  being  divided  equally  between  them,  then 
rises  over  the  side  of  the  third  and  finally  over  the  fourth,  overflowing  from  it 
and  delivering  a  spigot  product  from  each  of  the  four  boxes,  the  first  two  being 
alike  and  mixed  together.  It  is  fed  with  2-mm.  stuff  at  the  rate  of  1.7  cubic 
meters  (1,700  liters)  pulp  per  minute,  containing  about  27  kilograms  of  solid 
material.     The  stuff  in  the  first  two  boxes  is  between  2  and  1  mm.  in  size. 
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FIG.  281a. — ^LONGITU-  FIG.      2  8  1  b. — 

DINAL  SECTION  OF  CROSS    SECTION. 
B  U  T  T  G  BNBACH'S 
SEPARATOR. 

About  18  kilograms  are  discharged  from  the  first  two  and  the  rest  from  the 
last  two  spigots  and  overflow.  The  apparatus  is  compact,  but  not  convenient 
to  control. 

§  337.  Labyrinths  and  Huns  are  whole  current  box  dassiflers  in  which  the 
settled  product  is  allowed  to  accumulate,  the  apparatus  being  stopped  periodic- 
ally for  its  reinoval.  It  is  diflScidt  to  draw  lines  and  give  exact  definitions  of 
the  apparatus  included  under  this  head,  since  writers  differ  somewhat.  The 
autlior  will  use  the  word  labyrinth  to  signify  those  long,  narrow,  shallow  boxes 
which  increase  in  section  in  series  and  each  successive  member  of  which  is  fed 
by  the  overflow  of  the  predecessor.  They  act  upon  the  principle  of  free  settling 
particles.  He  will  use  the  term  run  to  signify  those  boxes  of  like  form  which 
have  the  tail  built  up  by  additions,  as  the  sand  builds.  These  depend  in  the 
main  upon  the  free  settling  conditions,  but  instances  may  be  found  where,  by 
lessening  the  water,  widening  the  box  or  steepening  the  slope,  they  become  more 
like  tyes  (see  §  607),  which  act  by  the  sizing  action  of  a  film  of  water. 

Such  forms  as  these,  which  come  between  the  deeper  settling  box  and  the 
shallower  tye,  must  of  necessity  have  a  conflict  of  two  opposite  principles, 
namely,  that  of  the  settling  tank,  which  settles  the  largest  particle  at  the  earliest 
point,  and  that  of  the  film  sizing  huddle,  which  rolls  the  largest  grain  to  the 
furthest  point 
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The  labyrinth  is  practically  out  of  date  now,  but  as  it  does  exist  in  some 
places,  for  example,  in  Cornwall,  an  instance  is  given.'  It  is  composed  of  the 
following  parts  arranged  in  series  which,  after  being  charged  with  sand  or 
slime,  must  be  stopped  and  shoveled  out. 

1st.  Two  shallow  troughs  in  series,  each  4  to  6  feet  long  and  10  inches  wide, 
the  head  end  being  deeper  than  the  tail.  The  first  yields  coarser  sand,  the 
second,  finer  material. 

2d.  A  number  of  troughs  in  series,  each  12  inches  wide,  12  inches  deep,  the 
total  length  being  90  to  100  feet.  The  width  may  increase  toward  the  tail 
The  first  trough  may  slope  slightly,  say  0.06  or  0.07  inch  per  foot,  find  the 
last  one  not  at  all,  or  they  may  all  have  no  slope. 

3d.  Boxes,  6  to  10  feet  square  and  3  feet  or  more  deep,  there  being  three  or 
four  of  them  in  series. 

4th.  Boxes  similar  to  the  preceding,  but  of  larger  dimensions. 

6th.  Two  reservoirs,  each  with  an  area  of  several  hundred  square  yards,  may 
also  be  needed.    If  these  are  used,  some  of  the  other  boxes  may  be  omitted. 

The  disadvantages  of  this  apparatus  are:  (a)  It  is  an  intermittent  wadier. 
(6)  The  shoveling  is  expensive.  (c)  The  settling  makes  compact  masses 
which  must  be  wetted  again  for  subsequent  treatment,  {d)  The  partial  drying 
causes  loss  by  greasy  flotation.  In  case  it  is  desired  to  run  continuously,  a 
duplicate  set  is  necessary,  one  set  being  filled  while  the  other  is  being  cleaned 
out. 

§338.  Buns  formerly  had  an  extensive  application,  but  to-day  they  are 
found  in  but  a  very  few  mills  in  places  where  it  is  desired  to  extract  a  small 
amount  of  partially  concentrated  material  from  a  large  amount  of  low  grade 
sand.    They  have  the  same  disadvantages  as  labyrinths. 

As  described  by  Bittinger,  for  use  on  sand  up  to  1  mm.  diameter,  the  runs 
should  be  10  to  12  inches  deep  and  should  have  at  the  head  ends,  gates  elevated 
2  inches,  followed  by  dams  3  inches  high,  to  get  even  distribution.  At  the  tail 
end,  the  dam  is  built  up  of  1-inch  square  pieces  running  across  and  held  in 
place  by  cleats  on  the  sides.  A  new  piece  is  added  as  soon  as  the  building  of 
the  sand  demands  it.  The  sizes  recommended  for  each  cubic  foot  of  pulp  fed 
per  minute,  are  given  in  Table  245.  The  tail  of  No.  1  box  should  be  above  the 
feed  of  No.  2  and  so  on. 

TABLE  245. — 8IZB8  OF  BUNS  FOB  EACH  OUBIO  FOOT  OF  PULP  FED  FEB  lONinS. 


Width. 

Length. 

Slope  in  18  Veet 

First  box. 

Feet 
ill 

Feet. 
IS 
18 
M 
80 

LevoL 
Level 

Second  box 

Third  box 

Fourth  box 

In  Mill  45,  the  tailings  of  the  finishing  jigs  go  to  two  No.  1  runs,  the  over- 
flows of  which  go  to  one  No.  2  run.  The  dimensions  of  these  are  given  in 
Table  246.    They  yield  settlings  to  jigs  and  final  overflow  to  waste. 


TABLE  246. — ^RUNS  IN  MILL  45. 


Length. 

Width. 

Depth. 

Slope. 

Interna  of 
Cleaning. 

Na  1  lun 

No.9  run 

Ft    In. 
12     8 
68     0 

Ft.    In. 

8  0 

9  7 

Ft    In. 
0    II" 

Deg.  Hin. 
r    86 
0     46 

Houn. 

8 

M 

Mill  79  has  a  rough  form  of  classifier  without  hydraulic  water,  and  with  a 
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irhole  current,  and  it  is  somewhat  similar  to  tyes  and  runs  m  lis  action.  It 
consists  of  a  launder  15  feet  long,  16  inches  wide  and  16  inches  deep.  Vanner 
tailings  are  fed  at  the  middle  and  flow  toward  the  two  ends,  discharging  graded 
products  through  1-inch  holes,  of  which  there  are  six  distributed  through  the 
length  of  each  half  and  one  in  the  middle,  thirteen  in  all.  These  products  go 
to  13  riflBe  boxes,  where  some  of  the  heavier  stuff  is  caught,  while  the  lighter 
material  passes  over  to  three  other  classifiers  similar  to  the  preceding.  The 
one  for  the  coarser  material  is  30  feet  long,  10  inches  wide  and  13  inches  deep. 
The  bottom  is  level  and  has  sixteen  holes  in  it,  each  1  inch  in  diameter,  which 
deliver  graded  products  to  sixteen  canvas  tables.  The  two  classifiers  for  the 
finer  material  have  no  slope  and  are  each  42^  feet  lon^,  10  inches  wide  and  13 
inches  deep  and  each  has  23  holes  1  inch  in  diameter  lor  spigots  with  a  dam  or 
riffle  block  1  inch  high  and  1  inch  thick,  running  across  the  trough  just  beyond 
each  hole.  The  water  is  3  inches  deep  at  the  head  end  and  2^  inches  at  the  tail. 
The  products  of  these  spigots  go  to  46  canvas  tables. 


VI.  Distributing  Tanks. 

§  339.  These  are  usually  long  tanks  fed  at  one  or  more  points  along  the  side 
(see  Table  247).  They  give  a  simple  way  of  getting  like  quality  and  quantity 
of  whole  pulp  to  a  number  of  slime  machines,  but  they  tend  to  give  a  rich, 
unsettled  overflow.  All  the  distributing  tanks  in  the  table  are  of  V  section 
and  discharge  by  continuous  spigots.  The  author  is  in  doubt  as  to  whether 
the  tank  of  Mill  46,  Table  247,  may  not  belong  in  whole  current  box  classifiers. 
The  capacity  of  these  tanks  is  unknown,  but  the  reader  can  get  an  idea  of  the 
quantity  of  ore  and  the  number  and  kind  of  machines  which  contribute  the 
pulp,  by  consulting  the  scheme  of  mills,  Chapter  XX.  The  capacity  of  each 
tank  in  Mill  48  is  40  tons  dry  weight  per  24  hours. 

TABLB   247. — ^DISTRIBUTINO   TANKS. 

AMireTiatioiis.— Ftsfeet;  hy.  cLshydraulic  claasifler;  lD.=:inehe8;  M.=middllngB  of ;  No.=:number; 
Ov.soverflow  of;  sL  t.s=fllinie  tables;  Ver.= vertical;  w.  c.  box  cl.=whole  current  box  daasifler. 
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IML 

Destination  of* 
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84 
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44 

46 
47 
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1 

11 

4 
6 

AVtankCa). 

V  tanks  (a)... 
(*X8eelig.O 

Pt  In. 
80     0 

90     0 

90     0 

0     6 

16     0 

M*>0 

Ft.  In. 
4   0 

9   8 
9    8 
4    5 

4    0 
4   6 
4    6 

Ft  In. 
1    8M 

0    6 
0    6 

0  ^ 

1  9 

1  8 

2  8 

Ft  In. 

8  8» 

9  8 
9   8 

8   8 

4    0 
4    0 
8    0 

80» 

70» 
81« 

81H« 

Ver. 

Ver. 
Ver. 
Ver. 

Ver. 
Ver. 
Ver. 

In. 

H 

i" 
(I) 

Or.  No.  1  w.  c. 
box  classifier. 
Ov.  No.  Ihy.cl.. 
Mid.  sL  table .... 
Ov.  No.  Ihy.cl.. 

Ov.No.lhy.cI.(/) 

Ov.  No.  Ihy.cl.. 

To  8  vanner 

To48l.t... 
To  7  vanner 
TosLt.... 

Tosl.t.... 
TbsLt.... 
To  si.  t  (m) 

No.9w.c. 
boxcL 
Waste. 
Waste. 
Waste. 

Waste. 
Waste. 
Waste. 

(a)  A  V  tank  with  19  spigots.  Fed  at  side  by  three  distributing  boxes  each  8  feet  long,  8  inches  wide,  4 
inches  deeo,  and  feeding  over  a  straight  edge  8  feet  long.  (6)  A  vtank  with  86  spigots.  ^sA  over  the  side  at 
various  points,    (e}  A  v  tank  with  40  spigots.    Fed  over  the  side  at  various  points.    C^)  A  V  box  made  of 


9-iiieh  ptamk;  one  for  every  steam  stamp,  (a)  A  V  tank  with  two  or  three  spigots.  (/)  Also,  middlings  of 
table;  settllnn  of  Na  9  settling  tanks;  Ideve  tops,  (a)  V  tanks  with  four  spigots;  larger  ones  are  fed  at  mid- 
dle and  overflow  the  ends;  smiJler  ones  fed  at  one  ena  and  overflow  at  the  other,    (h)  Two  are  90  feet  and  four 


are  18  fast  «)  Five  treat  overflow  of  No.  1  hydraulic  classifier;  one  treats  kieve  tons  and  table  middlings.  (J) 
There  are  two  for  each  of  four  steam  stamps  and  one  for  one  steam  stamp,  (k)  Each  tank  has  four  spigots 
and  two  hydraulic  classifiers  feed  each  tank.  (I)  Bach  tank  has  two  ^Inch  spigots  and  two  H-lnoh  splits. 
<m)  A  H-iBcti  and  a  M-inch  spigot  to  each  table.  ^  k  ^  »"^ 
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At  Friedrichessegen  an  apparatus  is  used  with  48  pointed  boxes  in  two 
rows,  side  by  side.  The  pulp  moves  forward  through  24,  and  returns 
through  24.  Each  box  is  5  leet  long,  6  feet  4  inches  wide  and  6  feet  8  inches 
deep.  Each  box,  after  the  first  four,  has  at  95  mm.  below  the  surface  of  the 
water,  a  pipe  for  taking  off  surface  water  to  be  carried  back  and  used  on  the 
slime  tables.  In  this  way,  the  need  for  widening  the  boxes  is  avoided.  The 
spigot  products  are  grouped,  taking  four  spigots  from  each  row  to  contribute 
to  each  product ;  for  example,  the  first  product  receives  pulp  from  Nos.  1,  2,  3, 
4,  45,  46,  47  and  48  spigots ;  the  second  from  Nos.  5,  6,  7,  8,  41,  42,  43  and  44 
spigots,  and  so  on.  While  the  pointed  boxes  would  naturally  place  it  among 
surface  current  box  classifiers,  the  mode  of  combining  the  spigot  products  undoes 
this  work  and  the  apparatus  appears,  therefore,  to  be  more  of  a  distributing 
tank. 

VII.  Unwaterino  Boxes. 

§  340.  These  are  used  to  lessen  the  water  carried  by  an  unfinished  product. 
wWch  may  range  up  to  quite  coarse  sand  (see  Table  248).  As  a  rule,  the 
spigot  product  contains  all  the  value.  The  overflow  is  thrown  away,  unless 
the  water  is  to  be  saved  and  used  over.  As  their  sole  use  is  to  settle  the  sands, 
without  any  attempt  at  classification,  the  ideal  design  should  use  a  whole  current 
The  great  variety  of  designs  found  in  the  mills  show  that  this  plan  has  not 
been  adopted  as  a  rule,  and  the  unwaterers  are,  therefore,  often  larger  than  is 
needed,  although  smaller  than  the  classifiers  of  groups  IV.,  V.  and  VI.  Thej 
may  be  used  to  unwater  the  earlier  spigots  of  a  classifier  previous  to  jigging. 
They  may  unwater  the  tailings  of  an  earlier  jig  sieve  before  feeding  them  tv 
the  later  sieve.  They  may  unwater  the  feed  pulp  of  a  classifier  (see  Mills  25, 
41  and  43),  in  which  case  the  overflow  may  be  of  value  and  is  treated  accord- 
ingly. They  may  unwater  the  middlings  or  tailings  of  jigs  preparatory  to 
recrushing.  They  may  unwater  the  middlings  of  slime  tables  preparatory  to 
finishing  them.  The  designs  given  in  Table  248  all  discharge  continuously  by 
spigots,  except  two  (Mills  87  and  88),  and  from  these  the  sand  is  easily 
shoveled  to  stamps.  A  sizing  test  of  the  overflow  of  an  unwatering  box  in 
Mill  38  is  given  in  §  352. 

The  Mayflower  mill  of  Colorado  uses  the  boot  of  its  elevator  box  as  an  un- 
waterer  for  the  tailings  of  jigs,  the  fine  overflow  being  sent  to  amalgamated   ' 
plates,  and  the  coarse  elevated  to  stamps. 

VIII.  Settling  Tanks. 

§  341.  General. — These  are  used  to  settle  finished  products,  whether  con- 
centrates or  tailings,  from  currents  of  water.  Settling  tanks  are  of  two  kinds: 
(1)  Those  which  collect  the  great  quantity  of  coarser,  heavier  grains;  (2) 
Those  which  take  the  overflow  of  (1),  collecting  the  last  of  the  tine  grains  that 
it  will  pay  to  save.  In  regard  to  the  first  kind,  they  are  generally  designed  for 
ease  of  receiving  their  products  and  of  delivering  the  settlings  to  the  store  bins 
or  cars.  Many  good  designs  off  these  in  the  mills  are  given  in  Table  252.  In 
regard  to  the  second  class,  or  settling  tanks  proper,  the  mill  man  will  desire 
to  get  the  greatest  effect  from  the  least  cubic  contents  of  the  tank  and  the  prin- 
ciples involved  will  be  discussed  with  that  idea  in  view. 

To  make  the  most  of  a  settling  tank,  it  must  have  a  whole  current,  that  is 
to  say,  one  of  uniform  velocity  from  side  to  side,  from  end  to  end  and  from  top 
to  bottom.  The  means  of  getting  a  whole  current,  the  relation  of  speed  of 
current  to  size  of  grain  to  he  settled,  and  the  relations  of  length,  width  and 
depth,  are  the  important  factors. 
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TABLE   248. — UNWATERING  BOXES. 

Al>breviAtioii8.-<>>noent.=coDcentrate8;  el.=eleyator;  Ft.=feet;  hj.  cl.=hydraaUo  clasaifler;  H.  M.s 
Huntington  Mill;  In.siDches;  mid.=iniddling8  of;  N.=none:  No.=Diimber;  Ov.=Overflow  of;  Rect.=:rect- 
aagnlar;  Remr.sReaenroir;  s.  c.  b.cl.=8arfaioe  ourreDt  box  classifler;  8et.=8ettling;  sp.=8pigot;  T.srtaiiings 
of;  Un.=:uiider8ize  of;  Ver.=vertical;  w.  c.  box  cl.= whole  current  box  classifler.  « 
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41 
4S 
43 
49 
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Design. 


Pointed  box  a 
Pointed  box  b 


Same  as  pre- 
ceding. 

Same  as  pre- 
ceding. 

Beet,  tank  (/) 
(See  Fig.  B.) 

VUuik.... 


(See 


Ffe.  A. 


Vtankii)... 
(See  Fig.  C.) 
V      tank,     ^ 

41^^. 


Pointed  box. 
Bect.(o) 


RecuCoy.  (See 

Fig.D.) 
Cone.  (See 

Fig.  E.) 
Cone.   (See 
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8     U 

18     0 

1    11 

1    11 
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Ft  In. 
8      0 
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Depth. 


Ft  In. 
8     8 
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68« 
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88* 
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W* 
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78« 
67» 
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68« 
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48* 
48« 

Ver. 

Ver. 

Ver. 

Ver. 
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Mid.  jigs,  4.6  mm.  By  el.  to  H.  M 

to  0. 
Ov.  No.  6  s.  c.  b.  No.  1  w.  c.  box  cl.. 

cl. 


Istsp.  No.  1  hy.  cl. 
8d  sp.  of  same 


N. 
N. 


Feed. 


Destination  of 


Spigot  Products. 


Overilow. 


8d  sp.  of  same.  . 

T.  Nos.  6,  8,  9  &  10 
ligs,  8.84  mm.  to  0. 
Jn.  No.  4  trommel. 
8.8  ram.  to  0. 

Ov.  No.  Ihy.  cl.... 

Un.  No.  8  trommel, 

8mm.  too.' 
Concent,  from  No. 

5 el.,  11.1  mm.  too. 
T.  No6.],8&a}ig8, 

4-me8h  to  0. 
T.  Nos.  1,2,8, 4&  5 

Jigs,  8-mesh  to  0. 

r.  Nos.  land 8 Jigs, 

8  to  10-mesh. 
T.  Nos.  land  4  Jigs, 

10-mesh  to  0. 
Between      two 

halves  of  Jigs. 


No.  9  Jig... 
No.  10  Jig.. 
No.  11  Jig.. 


Feeder  for  H.  M. . . 

No.  1  hy.  classifler. 

By  el.  to  No.  8  hy. 
classifler. 
No.  2  hy.  classifler. 

(1)  No.  8  set  tanks. 

(2)  No.  6  set  tanks. 
Stamps  (n) 


Stamps.. 
Stamps. 


Waste  or  to  anoth- 
er Jig. 
Second  half  of  Jig. 


Waste. 

Reser.  (cf> 

Waste. 

Waste. 

Waste. 

Waste. 

(0 

No.  1  set 
tank, 
(fc) 

(m) 
Waste. 

(P> 
Waste. 
Waste. 
Waste. 


ointed  box  with  8  inches  yertical  at  top.  (6)  Pointed  box  with  4  feet  8  inches  vertical  at  top.  Fed  atone 
full  width.  Two  8pi<ots  at  bottom  and  one  In  side  18  inches  below  top  and  6  inches  from  overflow,  (c) 
This  is  the  lower  spigot;  the  upper  is  8  inches  diameter,  id)  Top  spigot  to  trommel,  (e)  Feed  board  at 
one  end  is  level  and  1  inch  above  the  overflow.  (/)  Rectangulai*  tank  wiiii  sloping  bottom,  and  also  the  lower 
port  of  the  sides,  (y)  This  is  at  the  top;  the  bottom  width  is  6  inches,  {h)  About  (t)  Some  later  tank,  (i) 
A  V  tank  with  its  upper  89  inches  vertical  and  with  4  spigots.  (Jk)  Pipes  to  No.  8  and  No.  9  Jigs  and  over- 
flow to  steam  stamps.   (I)  Rectangular,  with  two  spigots;  one  spigot  is  a  6-inch  pipe  with  a  gate.    Pipe  ia 


pivoted  to  deliver  to  any  one 


. ten  settling  tanks;  other  is  a  1^-inch  pipe  n    _ 

No.  1  Jig.    (n)  Settlings  amount  to  4Qj(  of  the  total  soli  1  material  In  the  feed,   (o)  Rectangular,  with  overflow 


valve,     (m)  Water  for 


18  inches  above  bottom. 
ter.   («)  In  a  8-lnch  hole. 


(p)  Clear  water  for  stamps,   (g)  Rectangular,  with  two  cross  dams,   (r)  Diame- 
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§  342.  Means  of  Getting  a  Whole  Current  will  be  first  considered.  The 
water  may  be  made  to  lose  its  quality  of  a  plunging  stream  by  being  fed  in 
through  a  perforated  grating  /  (Fig.  282),  behind  a  partition.  If  it  then 
passes  through  a  perforated  partition  e,  the  stream  will  issue  in  little  jets,  each 
widening  until  they  coalesce  into  one  whole  current.  If  at  the  other  end  the 
water  finds  a  perforated  partition  g,  and  behind  it  the  suction  due  to  the  over- 
flow, it  will  be  drawn  from  the  bottom,  as  well  as  from  the  top,  as  a  whole  cur* 
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rent  and  discharged.  The  perforated  partitions  e  and  g,  if  made  remoyable, 
would  simplify  the  cleaning  up.  Pulp  must  have  first  passed  through  a  screen 
to  remove  fibre  and  chips,  before  coming  to  this  tank. 

A  simpler  scheme,  which  theoretically  is  not  quite  so  good,  is  to  distribute 
-the  pulp  evenly  across  the  inlet  end  and  to  break  up  local  currents  by  two 
gratings,  made  up  of  vertical  bars  1  inch  square,  with  1-inch  spaces,  the  bars 
of  the  second  grating  staggered  with  those  of  the  first.  A  similar  set  should 
be  placed  at  the  tail  end  of  the  tank.  If  it  is  desired  to  discharge  continuously 
either  of  these  tanks,  the  bottom  can  be  divided  up  into  hoppers  with  sides  slop- 
ing 50"*,  and  spigots  may  be  chosen  small  enough  to  give  pulp  of  the  desired 
•density,  provided  the  fibre  and  chips  are  out  of  the  pulp. 

§343.  Thb  Relation  op  Speed  op  Current  to  Size  op  Grain. — The 
smaller  the  grain  of  any  given  mineral,  other  things  being  equal,  the  slower 
will  it  settle,  and  the  slower  must  be  the  current  from  which  it  is  to  be  settled. 
In  general  any  given  particle  of  water  must  remain  in  the  settling  tank  a 
length  of  time  equal  to  the  time  needed  for  the  smallest  particle  of  ore  to 
settle  from  the  top  of  the  tank  to  the  bottom.  This  will  be  understood  by 
referring  to  the  discussion  of  the  path  of  the  particle,  in  the  next  paragraph. 

The  path  of  a  particle  settling  in  a  horizontal  whole  current  of  water  wUl 
ibe  the  diagonal  of  the  parallelogram  of  which  the  vertical  component  ab  (Fig. 
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fig.  283. 


FIG.  284. 


283),  represents  the  velocity  of  falling  in  water  and  the  horizontal  the  velocity 
of  the  current  in  the  tank.  This  diagonal  at  the  start  will  vary  slightly  from 
a  straight  line,  because  the  particle  has  a  short  period  of  acceleration  to  reach 
its  full  velocity,  and  it  will  probably  vary  somewhat  all  along,  owing  to  the 
inversion  of  the  current,  that  is,  the  occurrence  of  upward  currents  in  any 
horizontal  stream  of  water.  This  inversion,  however,  diminishes  as  the  current 
lessens  its  speed,  and  the  speeds  here  discussed  are  very  small. 

As  the  different  sizes  and  specific  gravities  of  grains  have  different  speeds  of 
settling  in  water,  it  follows  that  their  paths  will  have  different  slopes,  the  quick 
settling,  steeper,  and  the  slow  settling,  gentler.  There  will  be  some  particles 
80  fine  that  they  will  not  settle  in  a  week.  It  becomes  necessary,  therefore,  to 
decide  upon  a  minimum  size  of  grain  that  the  tank  is  to  settle,  and  to  run  the 
current  at  a  rate  which  will  settle  that  grain. 

§  344.  Relations  op  Length  and  Width  to  the  Settling. — ^Before  dis- 
cussing the  relations  of  the  length,  width  and  depth,  let  it  be  assumed  that  one 
foot  of  water  above  the  sediment  in  a  settling  tank  is  deep  enough  for  settling, 
and  that  this  distance  is  a  minimum  upon  which  the  deposition  of  sediment  is 
not  to  be  allowed  to  encroach.  That  is  to  say,  the  tank  must  be  made  deep 
enough  so  that  after  it  has  settled  its  charge  and  it  is  time  to  clean  it  out,  there 
is  still  one  foot  of  water  above  the  sediment. 

Having  the  minimum  depth  at  one  foot,  let  us  next  consider  the  relations  of 
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length  and  width  to  the  Bettling  of  ore  particles.  For  this  purpose  let  us  suppose 
we  have  three  tanks^  as  shown  in  Fig.  284^  with  the  following  dimensions :  Tank 
A  is  75  feet  long,  3  feet  wide;  tank  B  is  15  feet  long,  15  feet  wide;  tank  C  is 
3  feet  long,  75  feet  wide.  These  all  have  225  square  feet  of  area.  If  in  all 
these  tanks  a  perfect  whole  current  exists,  then  A  will  be  the  poorest  and  C 
the  best  settling  tank,  because  the  faster  the  current,  the  more  will  the  settling 
be  disturbed  by  inversion  current  and  the  poorer  will  be  the  settling.  Suppose 
each  of  these  tanks  is  fed  at  the  rate  of  15  cubic  feet  per  second,  then  tank  A 
has  a  current  whose  velocity  is  5  feet  per  second;  tank  B,  1  foot  per  second* 
tank  C,  0.2  foot  per  second.  In  each  tank  it  takes  15  seconds  for  a  particle  of 
water  to  traverse  the  tank,  so  that  in  il  a  particle  has  15  seconds  to  settle  in  a 
current  of  5  feet  per  second ;  in  B  a,  particle  has  15  seconds  to  settle  in  a  cur- 
rent of  1  foot  per  second ;  in  C  a  particle  has  15  seconds  to  settle  in  a  current  of 
0.2  foot  per  second.  The  inversion  current  will  be. strong  in  A,  weak  in  B,  and 
almosi  absent  from  C. 

Other  things  being  equal,  then,  it  is  clear  that  (7  is  a  much  more  perfect 
tank  than  B,  and  B  than  A.  To  realize  these  conditions,  however,  a  perfect 
whole  current  feed  and  whole  current  discharge  (see  Fig.  282),  must  be  pro* 
vided.  The  longer  the  tank,  the  easier  it  is  to  get  these.  For  this  reason,  tank 
C  is  clearly  impossible  and  for  the  reason  previously  given,  tank  A  is  certainly 
unwise.  There  will  be  between  the  two  a  tank  that  will,  with  the  most  perfect, 
practical  distribution  of  feed  and  gathering  up  of  overflow,  be  as  short  and  as 
wide  as  is  practicable,  and  this  is  probably  tank  B.  Tank  B  may  be  said  to 
largely  overcome  the  disturbing  quick  current  of  A  on  the  one  hand^  and  on 
the  other,  the  difficulty  of  perfect  distribution  of  feed  and  gathering  up  of 
overflow  of  tank  C. 

§  345.  Relation  op  Length  to  Depth. — ^The  relation  of  length  to  depth 
may  be  understood  by  referring  to  Fig.  283,  from  which  it  will  be  clear  that 
there  are  two  extreme  paths  a  water  particle  may  take,  namely,  from  a  to  d 
direct,  or  by  the  longer  path,  a,  h,  c,  d.  The  two  perforated  plates  largely  over- 
come the  tendency  of  the  water  to  take  the  shorter  path.  If  the  tank  is  very 
short  and  deep,  the  tendency  may  be  increased  and  it  may  be  necessary  to  plug 
the  alternate  holes  of  the  upper  part  of  the  perforated  partitions  e  and  g. 

The  longer  the  tank  with  reference  to  the  depth,  the  less  is  this  tendency  to 
hasten  the  surface  current.  This  is  well  shown  in  Table  249,  which  gives  the 
ratios  of  the  shortest  to  the  longest  path  for  different  lengths  of  tank,  the  depth 
being  taken  as  unity  in  each  case.  A  decrease  of  depth  not  only  diminishes 
the  difference  of  the  paths,  but  it  may  save  mill  height 


table  249.— ratio  op  paths  poe  dipperent  lengths. 

Dnrtb. 

Length. 

Ratio. 
ab 

Depth. 

Length. 

Batto. 
ab 

abed 

abed 

1 
1 
1 

S.5 
6.0 
7.6 

0.S66 
0.714 
0.789 

1 

1 

10.0 
16.0 

0.888 

o.an 

§  346.  Relation  op  Width  to  Depth. — Considering  next  the  relation  of 
width  to  depth,  we  find  that  in  two  tanks  with  the  same  cross  section,  an  ore 
particle  reaches  the  bottom  sooner  in  the  shallow  tank.  For  example,  if  a 
tank  15  feet  wide  and  1  foot  deep  be  compared  with  one  3.873  feet  wide  and 
3.873  feet  deep  which  has  a  cross  section  of  the  same  area,  both  tanks  having 
the  same  velocity  of  current,  the  latter  will  take  just  3.873  times  as  long  to 
settle  particles  from  its  top  layer  to  the  bottom,  and  must,  therefore,  be  just 
3.873  times  as  long  as  the  shallow  tank,  to  do  the  same  work.    This  increase  of 
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length  increases  the  cnbic  contents  of  the  deep  tank  to  3.873  times  that  of  the 
shallow  tank. 

§  347.  Calculation  of  Dimensions. — From  the  facts  already  presented  we 
see  that  it  is  possible  to  calculate  the  quantity  of  pulp  a  given  size  of  tank  will 
settle  when  the  TniniTnmn  size  of  grain  to  be  saved  is  known,  or  on  the  other 
hand,  what  is  more  of  importance  to  the  mill  man,  to  calculate  the  dimensions 
^  of  a  tank  necessary  to  treat  a  given  quantity  of  pulp.  The  various  steps  of 
the  latter  calculation  are  shown  in  Table  250.  The  first  column  gives  a  range 
of  sizes  of  quartz.  The  second  gives  the  velocities  of  settling  of  the  slow^ 
grains  taken  from  the  curve  (Fig.  287).  The  tank  is  assumed  to  be  1  foot 
(304.8  mm.)  deep  in  all  cases.  The  third  column  gives  the  time  that  the 
particles  must  be  in  the  tank  to  settle  the  distance  of  1  foot,  by  dividing  304.8 


TABLE  260. — ^DIMENSIONS  OF  TANKS  1   FOOT 

DEEP^  FOB 

SETTLING  VARIOUS  SIZES 

OF  QUARTZ  FROM 

1   CUBIC  FOOT 

OF  PULP 

PER  MINUTE. 

For  »T»Dk  Fifteen  Feet  Long 

For  A  Bcittuv  ^BBk. 

DiAmeter 

Velodt  J  of 

Time  to  Settle 
One  Foot 
(804.8  mm.y. 

(4,578  mm.). 

orQuarU 
PorUdes. 

Width  for  eech 
Cubic  Foot  Fed 

Velocity  of 
Current 

Length  and  Width 
for  EMfa  Cubic  Foot 

VelocftT  of 
Current 

perBeoond. 

per  Second. 

Fed  per  Second. 

per  Second. 

Mm. 

Mm. 

SecoDda. 

Mm. 

Mm. 

Mm. 

Mm. 

1.6 

117 

8.005 

68.94 

1,766 

491.9 

189 

l.S 

100 

8.048 

61.94 

1,600 

688.8 

175 

1.0 

86 

8.566 

78.87 

1,975 

577.8 

161 

«.o 

77 

8.966 

60.48 

1,166 

806.8 

158 

0.8 

08 

4.468 

91.07 

1,090 

646.8 

144 

0,7 

80 

6.060 

108.8 

900 

687.0 

va 

o.e 

61 

6.078 

181.4 

706 

744.9 

196 

0.5 

48 

7.967 

147.6 

6W 

681.1 

118 

0.4 

88 

9.886 

137.7 

496 

096.8 

100 

0.8 

88 

18.86 

981.6 

»iO 

1.184 

81.9 

0.8 

18 

95.40 

516.1 

160 

1.586 

60.5 

0.1 

4 

78.90 

1,648.4 

60 

8^661 

84.9 

O.078 

(a)  8 
(a)  8 

101.60 

8,066 

45 

8,078 

80.9 

0.060 

159.40 

»,0W 

80 

8^764 

94.7 

0.085 

Ui)X 

804.80 

6,194 

15 

6.899 

17.5 

(a)  These  were  eetinuited. 

fiuccessively  by  the  rates  in  the  second  column.  The  fourth  column  gives  the 
width  necessary  for  each  cubic  foot  fed  per  second  in  a  tank  15  feet  (4,572 
mm.)  long.  It  is  obtained  by  multiplying  1  cubic  foot  (28,316,847  cu.  mm.), 
by  the  time  and  dividing  the  result  by  the  product  of  the  length  by  the  depth. 
The  fifth  column  gives  the  velocity  of  current  in  a  tank  15  feet  long,  by  divid- 
ing the  length  by  the  time.  The  sixth  column  gives  the  length  and  width  of  a 
square  tank  receiving  1  cubic  foot  of  pulp  per  second,  and  is  obtained  by  multi- 
plying 1  cubic  foot  by  the  time,  dividing  by  the  depth  and  taking  the  square 
root  of  the  result.  The  velocities  of  the  currents  in  these  tanks  are  shown  in 
the  seventh  column  and  are  obtained  by  dividing  the  lengtii  by  the  time.  It 
should  be  noted  that  for  a  tank  16  feet  long,  the  width  in  the  fourth  column  will 
increase  directly  as  the  number  of  cubic  feet  of  feed,  while  for  a  square  tank 
the  dimensions  in  the  sixth  colunm  increase  directly  as  the  square  root  of  the 
number  of  cubic  feet  of  feed. 

As  it  may  be  important  to  decide  the  length  and  width  of  a  tank  for  settling 
fine  material  of  other  sizes  than  those  given  in  Table  250,  the  following  formula 
is  given : 

Let  V  be  the  velocity  in  mm.  per  second  that  the  grain  settles;  let  Z>  be  the 

depth  of  tank  in  mm.;  then  — =seconds  for  the  grain  to  settle  to  the  bottom; 

T     T  ff 

let  L  be  the  length  of  tank  in  mm. ;  then  -^=  -^s=velocity  of  current  in  tank 
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in  mm.  per  second:  let  T7  be  the  width  of  tank  in  mm.;  let  F  be  the  volume 
of  feed  water  in  liters  per  second;  then  WD  --^=T7Zfi;=volnme  in  cubic  mm. 

of  feed  to  tank  per  second;  and     ^^       =7= volume  of  feed  water  in  liters 

per  second.  If  we  are  given  all  but  one  of  these  values,  the  remaining  one 
may  be  obtained.  Ordinarily  the  mill  man  knows  V  and  v,  or  if  he  does  not 
know  V,  he  will  know  the  diameter  of  the  particle  to  be  settled,  from  which  he 
can  get  v  by  reference  to  Pig.  287.  All  he  will  then  need  to  know  is  W  and  L, 
On  the  square  tank  basis,  which  the  author  favors,  Tf =L  and  the  formula  then 
gives  the  value  of  these  two.  If  a  rectangular  tank  15  feet  long  be  desirable, 
then  the  formula  will  give  W  by  inserting  in  it  the  value  If=4,572  mm.  (15 
feet).  Thus,  if  we  assume  that  0.0125  mm.  diameter  quartz  is  as  fine  quartz 
as  it  will  pay  to  settle,  and  that  this  particle  settles  one  foot  in  610  seconds, 
then  we  must  provide  a  tank  which  takes  610  seconds  for  the  current  to  traverse. 
Such  a  tank  for  1  cubic  foot  per  second,  if  4,672  mm.  (15  feet)  long,  will  be 
12,395  mm.  (41  feet)  wide,  and  being  twice  as  wide  as  it  is  long,  it  should  be 
divided  into  two  nearly  square  tanks. 

The  author  is  of  the  opinion  that  square  tanks,  with  1  foot  minimum  depth 
of  surface  water,  are  best  in  all  cases,  but  when  the  tank  would  figure  out  larger 
than  15  feet  on  a  side,  it  is  better  to  use  two  or  more  square  tanks.  For  practical 
use.  Table  251  has  been  computed  from  the  formula  to  show  the  cubic  feet  of 
pulp  that  can  be  fed  per  second  to  a  tank  15  feet  square  for  various  sizes  of 
quartz  grains. 

TABLB  251. — 0APACITIE8  OF  A  TANK  15  FEET  SQUARE. 


Slae  of  Grain 

Amount  that  Can 

Slxeof  Qrain 

Amount  that  Can 

to  be  Settled. 

be  Fed  per  Second. 

to  be  SetUed. 

be  Fed  per  Second. 

Mm. 

OubfcFeet.. 

Km. 

Cubic  Feet 

1.6 

66.86 

0.4 

94.86 

1.9 

73.88 

0.8 

16.94 

1.0 

68.74 

0.8 

8.86 

0.9 

66.84 

0.1 

8.868 

0.8 

60.90 

0.076 

9.814 

0.7 

44.80 

0.060 

1.476 

0.0 

87.66 

0.086 

0.788 

0.5 

81.00 

§348.  Praotioal  Limits  of  Settling. — If  tests  on  the  overflow  of  the 
tank  show  the  grains  goiug  off  to  be  rich  in  precious  metals  (arsenides  or  chloride 
of  silver,  telluride  of  gold,  etc.),  the  cure  will  be  to  diminish  the  current  by 
increasing  the  number  of  tanks  in  parallel.  This  principle  is  particularly  worthy 
of  consideration  in  the  case  of  tailings  of  amalgamation. 

If  1  foot  depth  of  water  is  the  minimum  allowed,  then  the  tank  may  be  made 
sufficiently  deep  to  catch  the  settlings,  and  when  it  fills  with  sediment  within 
1  foot  of  the  top  of  the  water,  it  is  time  to  clean  it  out  and  start  again.  This 
increased  depth  during  the  earlier  settling  might  seem  to  require  a  longer  tank, 
but  this  is  not  so,  for  it  corrects  itself.  The  extra  depth  of  2,  3  or  more  feet 
will  reduce  the  speed  of  the  current  to  i,  J,  or  less,  and  therefore  give  the  desired 
time,  two,  three  or  more  times  as  long,  for  settling  the  minimum  particle.  This 
fact  that  the  capacity  of  a  tank  for  settling  is  independent  of  the  depth  has  been 
also  shown  in  §  347,  where  the  depth  cancels  out  in  the  derivation  of  the  formula 
and  does  not  appear  in  the  final  result. 

A  tank  of  this  description  will  fill  up  at  the  feed  end  with  the  heaviest  grains ; 
the  bank  will  slope  downward  toward  the  tail  end,  where  the  finest  settlings  will 
be  found.    If  then,  15  feet  is  long  enough  for  a  unit  tank  to  fill  up  at  the  feed 


456 


ORE  DRESSING, 


348 


TABLE    252. — SETTLING   TANKS. 

Abbre?lfttk»g.~Am. samalgiunating;  C.soonoentratM  of;  can.  tscanvas  tables;  0(m.=e 

Con.  Bp.BSpfgota  run  continuously;  cr.  fMtr.scross  partitions;  dr.sdrainingsof;  Ft=feec;  H.  L  d.=b 

of  lower  deck  of:  In.ssinches;  Int. = intermittently;  Int.  g.sgate  opened  intennittently:  Int.  sp.sspigoU  run 
Intermittently;  isjigs;  No.=number;  Ov.sOrerflow  of;  p=ponds;  Rect.= rectangular:  Rit.  t.=Rttdn«er 
tables;  set. = settling;  set  tssettling  tank;  Sh.=:shoveled;  ship.=Bhipping;  Sl.=8lime;  T.= tailings  of;  t= 
tables;  tr.  t=trunldng  table;  unw.=unwaterer;  ▼an.s=Tanners;  w.  c.  b.  cl.swhole  current  box  daasifler. 
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partniaiiti  are  iboreled  and  one  oompartment  has  a  oontinuous  spigot  (c)  Rectangular  with  bottom  alopiog 
to  the  front  and  plug  spigots  In  front  6  laches  apart  (ec)  In  front  (oce)  Waste— used  for  ballast  and  embank- 
ments on  the  raaroad.  (d)  Two:  used  alternately,  (dd)  OTerflow  of  No.  1  unwaterer  and  tailings  of  Nos.  1,  % 
and  8  Jigs;  0.B7  mm.  to  0.  (ddd)  Pumped  to  water  tank,  (e)  Fluahed  out  every  84  hours,  (ae)  OTerflow  of  oonoen- 
tratea  boxes  of  Jigs  Na  8-11.  (eee)  Drainlngs  of  }lg  boxes  for  concentrates  of  No.  8-8  jigs.  (/ )  Rectangular 
with  four  compartments  connected  bT  holes  18  Inches  wide  and  8  inches  high.  (Jf)  Ooncentrates 
to  drier,  ifff)  Cleaned  out  once  a  week.  Ig)  Two;  one  used  at  a  time,  (pg) First-class  concentrates  of  jigs,  van- 
ners  and  tables,  96  mm.  to  0.  {flag)  Second-class  concentrates  of  llgs,  manners  and  tables,  96  mm.  to  0.  (ft) 
Three;  one  is  filling,  one  is  draining  and  oee  is  being  emptied.  Each  is  emptied  every  four  days.  (AA)  ShoTeled 
out  monthly  when  mill  shuts  down.  (0  There  are  four  in  series  in  each  section  of  the  mill,  (it)  Rectangular  with 
four  hoppers  and  each  hopper  has  two  screens  at  the  bottom— 20  mesh  and  0x6  inches  size;  bottom  of  hopper 
Is  1x8^  inches;  gate  at  bottom  worked  by  bar  nut  and  socket  wrench,  (ttt)  Overflow  and  drainlngs  to  No.  8 
#*tfHi«ig  tanks,  u)  There  are  eight  in  each  section  of  the  mill  in  two  series  of  4  each,  {k)  Three;  in  series,  {kk) 
Ho.  1  settling  tank  by  ele?ator.  (U*)  Clean  wattr  for  tike  mUl.  (fcfeiU;)  Overflow  of  No.  8  whole  current  box 
-     dllBrudofNo.8aett]ingtank.    (I)- ■     - 


of  No.  8  aettUng  tank.    (I)  Rectangular  with  hoppers  at  the  bottom  and  with  partitions;  made  of 

wood.  (10  Rectangular  cement  tanks  on  the  ground;  no  partitions;  tracks  laid  in  them  for  cars  to  run  on  and 
haul  awaj  the  settlings,  (m)  About  (n)  Three;  one  used  at  a  time,  inn)  Rectangular;  it  is  fed  by  a  V  launder 
with  18  holes  A-inch  diameter  in  the  bottom  and  has  an  overflow  at  each  end  gmng  to  waste,  (nnn)  Overflow 
of  Na  1  unwaterer  and  Na  8  whole  current  box  classlfler.  (o)  Ten;  there  are  two  rows  of  five  tanks  each,  {oo) 
Spigot  of  No.  8  unwaterer,  11.1  mm.  to  0.  (ooo)  Elevated  to  No.  8  unwaterer.  {oooo)  Rectangular  with  cross 
partitions  Each  partition  has  a  8x6-inch  hole  at  the  bottom  with  a  gate  to  remove  all  the  water  when  cleaned : 
also,  a  0x64nch  gate  in  the  end  to  drain  off  the  water;  spigot  is  a  O-inch  pipe  with  sate.  <  p)  Spigot  of  No.  8 
andoverflowof  No.  8  and  Na  4  settling  tanks,  11.1  mm.  to  0.    (pp)  Shoveled  out    Gate  to  drain  off 


the  water,  (ppp)  Shoveled  out  eveiy  two  months,  when  full.  (9)  These  are  5  double  tanks,  one-half  of  each 
being  nm  at  a  time,  iqq)  Rectangular,  with  head  and  tail  compartments  and  longitudinal  partition.  The 
cross  partitions  have  plugs  in  them.  This  is  a  double  tank,  one-half  being  run  at  a  time.  (099)  Shoveled  out 
everylM  hours,  {qgqq)  Double  rectangular  tanks  with  head  and  tail  compartments  18  inches  deep,  made  of 
8-incai  planks.  Only  one-half  of  each  tank  Is  run  at  a  time,  (r)  Kieve  and  tye.  irr)  Intermittent:  one-half 
runs  while  the  other  half  is  being  cleaned,  {rrr)  No.  1  distributing  tank.  («)  One;  used  only  at  the  tmie  of 
clean  upi  («>)  From  a  set  of  auxiliary  amalgamated  plates,  (t)  These  tanks,  used  at  the  time  of  dean  up,  are 
described  in  1 888  under  clean  up  barrels,  (tt)  Rectangular,  with  five  partitions  8  inches  thick,  causing  streams 
to  meander  backward  and  forward,  {ttt)  First  compartment  gets  concentrates  from  riffles,  the  second  geta 
the  overflow  of  the  flrst  and  heads  of  canvas  tables.  The  rest  only  settle.  asO  mm.  to  a  (u)  First  comport- 
ment to  chlorlnation  works;  rest  to  vanners.  {uu)  Rectangular,  with  a  central  partiticn  forcing  the  current 
to  go  and  come,  («>  These  tanks,  together  with  the  other  tanks  in  this  mill,  are  in  two  sets  of  forty  in  series 
in  etudb.  set  IheT  are  so  arranged  that  one  may  be  cut  out  while  being  cleaned,  (w)  Rectangular,  with  a 
direct  dam  every  lOfeet  and  an  inverted  dam  between,  {vw)  Flushed  out  by  gate.  (10)  There  are  00  tanks 
arrangedintwobanks— 881noneand80in  the  other.  Banks  are  placed  end  to  end.  Each  bank  has  three 
rows  of  tanks.  Oorrent  goes  forward  in  flrst  row,  returns  in  second  and  goes  forward  again  in  the  third.  The 
feed  laonder  runs  over  the  central  row  and  can  be  tapped  Into  any  tank  in  that  row.  The  earlier  tanks  can  be 
■wiU^ied  out  of  circuit  whUe  pulp  is  shoveled  out  The  later  tanks  are  flushed  out  (tmo)  Pumped  to  stamps 
and  vanners.  (toicno)  Fart  are  shoveled  and  part  are  flushed  out  {x)  These  tanks  are  arranged  in  a  bank  195 
feet  long,  88  feet  wide— three  rows  each  9  feet  wide.  The  current  runs  the  length  of  the  first  row,  back  the 
aeooad  and  forward  again  hi  the  third.  Stream  is  deflected  from  the  tank  while  being  dumped,  {xx)  Rectan- 
gular with  hopper  bottoms  betow.  (y)  Flos  the  hopper,  (yy)  Pumped  to  stamps,  (s)  Pumped  through  a 
S-footboia 
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end  with  sediment^  to  within  1  foot  of  the  surface,  and  a  tank  should  be  made 
60  feet  long^  such  a  tank  would  hare  periods  of  action  of  different  kinds.  For 
example,  during  the  first  period,  1  to  15  feet  are  fiUing  with  sediment  and  15 
to  60  feet  are  practically  idle;  during  the  second  period,  1  to  15  feet  are  dis- 
tributing pulp,  15  to  30  are  filling  and  30  to  60  are  idle;  during  the  third! 
period,  1  to  30  are  distributing,  30  to  45  are  filling  and  45  to  60  are  idle ;  during 
the  fourth  period,  1  to  45  are  distributing  and  45  to  60  are  filling.  After  this 
the  whole  tank  must  be  cleaned  out.  It  will  be  observed  that  }  of  this  tank  is 
idle  all  the  time ;  during  the  early  part  it  is  the  tail  end  and  during  the  later  part, 
the  feed  end. 

It  will  be  noticed  that  in  all  the  foregoing  theory  and  calculations,  the  velocity 
of  quartz  is  taken  for  the  computations.  This  was  done  for  simplicity.  All 
the  metal-holding  minerals,  unless  in  fiat  scales,  will  settle  more  rapicUy  than 
quartz  of  the  same  size.  The  theory  as  worked  out,  is  based  upon  the  best  facts 
the  author  has  at  his  command  and  apply  only  in  cases  where  no  precipitant  is 
used  in  the  water.    It  may  be  that  particles  much  finer  than  those  considered 
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will  have  to  be  settled ;  these  most  be  ezperimented  apon  and  then  the  same  laws 
may  be  applied  for  computing  the  tanks  to  do  the  work. 

A  good  rule  in  regard  to  the  limit  of  settling  is  to  increase  settling  capacity 
as  long  as  the  added  catch  pays  the  expense  of  getting  it.  The  author  on  one 
occasion  settled  slimes  from  a  steam  stamp,  crushing  Lake  Superior  copper  rock, 
which  failed  to  reach  the  bottom  of  an  oil  barrel  in  24  hours,  but  settled  in  a 
week.  The  slime  so  caught  was  as  fine  as  clay  and  assayed  0.2%  copper.  No 
possible  use  could  have  been  made  of  it  unless  it  had  been  rich  enough  to  smelt 
or  leach  at  once,  which  it  was  not. 

The  slowest  grains  given  in  Fig.  287,  were  the  grains  when  90%,  as  estimated 
by  the  eye,  had  passed.  The  few  straggling  residual  grains  take  an  indefinitely 
longer  time  to  come  down. 

§  349.  Data  from  the  Mills. — ^A  study  of  Table  252  shows  that  most  of 
the  tanks  in  use  are  rectangular  in  shape,  and  they  are  generally  narrower  in 
proportion  to  their  length  than  the  discussion  suggests  would  give  the  best  set- 
tling. A  few  have  bottom  cross  partitions  eztencUng  up  part  way.  These  serve 
to  prevent  a  sweeping  bottom  current,  but  do  so  at  the  expense  of  a  quickened 
top  current,  losing  settling  power  thereby.  A  few  have  partitions  causing  a 
meandering  current  backwara  and  forward,  or  up  and  down.  These  partitions 
simply  hurry  the  current  and  hinder  it  from  doing  its  best  settling.  The  best 
settling  is  done  by  diminishing  speed,  not  by  lengthening  the  course.  Two 
tanks  in  parallel  do  much  better  work  than  two  in  series.  Many  of  the  tanks 
lose  efficiencv  due  to  rapid  local  currents  caused  by  feeding  and  overflowing  over 
only  part  of  the  width.  The  baffle  plate  or  deflector,  for  breaking  up  a  sur- 
face current,  does  not  occur  in  any  of  the  settling  tanks.  The  concentrates 
bank  will  have  coarsest,  heaviest,  deepest  and  richest  deposit  at  the  feed  end  of 
the  tank,  sloping  off  and  becoming  poorer  and  finer  toward  the  overflow  end. 

Unless  otherwise  stated  in  the  design,  the  tanks  are  shoveled  out  periodically 
and  it  will  be  seen  that  most  of  them  are  so  cleaned.  Some  tanks  have  gates  with 
or  without  hopper  bottoms  to  drop  or  flush  out  the  product.  In  a  few  instances 
a  continuous  spigot  is  used.  Mill  38  has  a  20-mesh  screen  in  the  bottom  for 
draining  off  the  water  preparatory  to  dumping  the  concentrates.  A  few  grains 
may  pass  through  this,  but  a  natural  filter  almost  immediately  forms  and  pre- 
vents more  concentrates  from  coming.  The  drainage  water  issues  continuously 
and  goes  to  a  later  settling  tank. 

The  settling  tanks  of  the  combination  mills  82,  83  and  84  are  arranged  in 
{seripfi  with  short,  narrow,  connecting  launders,  so  arranged  that  any  one  may 
be  cut  out  and  shoveled  or  flushed  out  through  the  bottom.  They  are  in  a 
measure  distributors,  since  the  settlings  are  to  be  charged  to  the  amalgamating 
pans,  with  the  shortest  distance  to  shovel. 

Mill  42  deserves  a  special  note  on  account  of  the  magnitude  of  the  operation. 
Here  all  the  coarser  concentrates  are  caught  in  hopper  tanks  which  discharge 
dire<»tlj  by  gates  below  into  cars,  while  the  fine  overflows  run  to  very  large, 
shallow  tanks,  40  feet  wide  and  80  feet  long,  which,  when  full,  are  discharged 
by  opening  a  side  and  running  a  car  in  on  tracks  on  the  bottom  of  the  tank  for 
ease  of  shoveling.  A  small  amount  of  quicklime  is  shoveled  in,  chiefly  to  dr^ 
the  mud,  and  incidentally  to  precipitate  the  copper  from  sulphate,  and  flux  the 
ore.  This  mill  is  noteworthy  because  the  flnal  overflows  of  all  its  box  classifiers 
are  concentrates  and  are  sent  to  be  settled  in  the  above  tanks.  The  order  of 
depositing  and  of  idleness  probably  exists  in  this  tank,  as  indicated  in  §348, 
although  the  tank  is  not  computed  on  the  flfteen-foot  basis,  but  it  is  considered 
better  economy  to  let  a  portion  of  the  tank  be  idle  in  order  to  gain  the  advan- 
tages of  the  long,  inexpensive  period  of  catching,  followed  by  the  large  scale 
clean  up. 
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The  use  of  burnt  lime  is  also  practiced  in  the  cyanide  plants  of  South  Africa, 
but  it  is  added,  not  to  the  settled  mud  as  in  Mill  42,  but  to  the  water  carrying 
fine  sUmes  in  suspension,  and  it  throws  them  down  in  such  a  flocculent,  porous 
condition  as  to  permit  of  easy  leaching.  The  Bonanza  Company®^  uses  about  5^ 
pounds  of  lime  for  every  ton  of  solid  slime  contained  in  the  pulp,  and  has 
thereby  reduced  the  time  required  for  settling  from  12  hours  to  2^  hours,  and 
its  pumping  charges  from  £185  to  £25  per  month.  In  kaolin  washing  alum  is 
frequently  used  to  settle  the  very  fine  stuff  from  the  water. 

Albert  Williams,  Jr.,**  advocates  hopper  bottomed  tanks  for  settling  stamp 
pulp  for  pan  amalgamation  and  the  setting  the  pans  low  enough  to  sluice  the 
pulp  direct  to  the  pan ;  24  9&  of  the  labor  in  a  silver  mill  is  for  tank  men,  usually 
shoveling  30  inches  deep.  The  added  cost  of  construction  need  not  be  over 
$1,000  for  a  20  stamp  mill,  a  sum  which  could  be  saved  on  wages  in  three 
months'  run. 

§  350.  Bapfle  Boabd  Sbttlino  Tank. — ^This  form  of  apparatus  is  reported 
by  Courtenay  De  Kalb  (private  communication)  as  being  in  use  at  Cocheno, 
Mexico,  for  settling  fine  dimes.  As  shown  in  Figs.  285a  and  2856^  it  consists 
of  a  rectangular  tank  with  hoppers  PP  in  the  bottom  and  with  60**  baffle 


FIG.     285(L — LONGITUDINAL     SECTION     OF     BAFFLE 
BOARD  SETTLING  TANK. 
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boards  BB  set  3^  inches  apart  horizontally.  The  height  of  the  overflow  is 
adjustable  and  is  such  that  there  is  just  room  enough  for  the  current  to  flow 
over  the  tops  of  the  baffle  boards  without  rippling.  The  box  K  serves  as  a  dead 
box.  The  principle  of  the  apparatus  is  that  between  any  two  adjacent  baffle 
boards  currents  are  set  up  as  indicated  by  the  arrows.  The  downward  current 
causes  the  slimes  to  slide  down  on  the  upper  side  of  the  baffle  boards,  but  the 
upward  current  is  not  sufficient  to  lift  them  again.  The  settled  slimes  are 
discharged  intermittently  through  J-inch  rubber  goose  necks,  R,  adjusted  to 
give  slow  flow  and  hung  up  above  the  level  of  the  water,  as  shown,  when  not 
discharging.  There  are  three  of  these  in  use  at  Cocheno.  The  feed  contains 
on  an  average  4.67%  solid  material,  the  overflow  averages  0.64%  solid  and  the 
settlings  21.91%  solid  material.  The  settlings  are  drawn  off  at  intervals  of 
every  four  hours,  the  time  of  drawing  lasting  about  an  hour,  and  the  feed  not 
being  interrupted.  The  surface  velocity  of  the  current  in  the  tank  is  7^  feet 
per  second.  Formerly  instead  of  these  three  tanks,  settling  boxes  and  five  set- 
tling ponds,  each  about  an  acre  in  extent,  were  used.  The  circulation  was 
always  through  two  of  these  ponds  and  sometimes  through  three.    Treating  the 
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Bame  material  as  above  (4.67%  solid)  these  ponds  gave  an  overflow  which 
averaged  0.7%  solid  material,  and  the  settlings  pumped  out  carried  20%  solid. 

The  design  given  in  Figs.  285a  and  285b  is  not  adapted  to  slimes  carrying 
more  than  60%  granular  matter^  of  which  the  maximum  grains  must  not  'be 
more  than  0.08  mm.  diameter.  The  effectiveness  of  the  apparatus  appears  to 
be  due  to  the  fact  that  grains  have  only  to  settle  \  inch  in  a  length  of  30  feet 
before  they  are  caught  in  the  slow  moving  water  between  the  bafSe  boards. 

The  Geyer  Slimb  Concentbator  consists  of  intermittent  settling  tanks. 
It  uses  four  tanks,  each  with  a  3  m.  diameter  and  1  ul  high  cylinder^  with  60"* 
cone  bottom,  with  no  overflow,  but  with  a  constantly  flowing  small  spigot  at 
the  apex.  The  pulp  stream  fills  the  first  tank  and  is  then  shifted  automatically 
to  the  second,  and  so  on,  till  the  last  is  reached,  no  overflow  having  been  made. 
When  it  is  almost  time  to  return  to  the  first,  a  gate  in  the  first  tank,  which  is 
placed  at  the  junction  of  the  cylinder  and  the  cone,  is  opened  automatically  and 
the  clear  water  above  this  level  flows  out.  This  gate  is  closed  automatically 
when  it  is  time  for  the  pulp  to  be  fed  to  the  first  tank  again.  With  1,000  liters 
pulp  fed  per  minute,  each  tank  has  twenty  minutes  in  which  to  settle  before 
the  top  clarified  water  is  drawn  off. 

IX.  Glariftikg  Bbservoirs. 

§  361.  These  are  reservoirs  for  settling  out  the  sediment  from  water  which 
has  once  been  used,  preparatory  to  using  it  again.  The  principles  discussed 
under  settling  tanks  apply  here,  except  that  the  particles  to  be  settled  are  in 
this  case  mudi  smaller  than  in  the  former,  and  the  sediment  is  generally  of  no 
value. 

In  Mill  25  all  the  water  which  has  done  its  work  of  concentration  flows  by 
(a)  a  canal  600  feet  long,  6  feet  wide  and  6  feet  deep,  to  (b)  a  tank  30  feet 
long,  15  feet  wide  and  6  feet  deep,  thence  to  (c)  a  tank  45  feet  long,  30  feet 
wide  and  6  feet  deep,  which  is  divided  up  by  cross  partitions  into  nine  compart- 
ments, thence  to  (d)  a  tank  200  feet  long,  30  feet  wide  and  6  feet  deep.  The 
canal  and  tanks  are  all  built  of  stone  and  lined  with  cement  and  have  a  smooth 
cement  floor,  (a)  is  flushed  out  for  removing  sediment  twice  a  week,  (b) 
and  (c)  are  flushed  out  once  in  two  months,  (d)  is  hydraulicked  out  with  a 
hose  once  in  nine  months.  The  sediment  contains  about  6%  of  lead  and  is  not 
worth  saving. 

Mill  26  sends  all  the  drainage  water  from  the  mill,  including  the  flushing 
from  the  settling  tanks  for  tailings,  to  a  reservoir  with  40,000  square  feet  of 
surface  area  at  the  foot  of  the  hill,  about  600  feet  away,  the  sides  of  which  are 
built  of  coarse  tailings,  made  water-tight  by  the  flnest  slimes.  The  silt  is  there 
settled  and  the  clear  water  drawn  off  into  a  tank  36  feet  wide,  20  feet  long  and 
7  feet  deep,  and  from  there  is  pumped  by  a  Miller  Duplex  pump,  at  the  rate  of 
100  to  125  gallons  per  minute,  to  No.  1  receiving  tank,  which  it  reaches  almost 
clear  of  sediment.  So  perfect  is  the  water  system  in  tiiis  mill,  that  no  portion 
of  the  water  goes  off  except  that  due  to  evaporation.  In  order  to  maintain  the 
banks  of  the  reservoir  above  the  slime  deposit,  the  tailings  of  the  vanners  and 
fine  jigs  are  settled  in  unwatering  boxes  which  yield  overflow  to  settling  tanks 
and  spigot  products  which  are  conducted  down  the  hill  in  launders  and  are  dis- 
tributed along  the  bank  bSI  around  the  reservoir,  by  a  V  launder.  This  launder 
has  small,  triangular  openings  with  area  of  1  square  inch  placed  4  feet  apart 
along  the  bottom  of  the  launder  which  enables  the  reservoir  man  to  direct  the 
sand  deposits  to  any  desired  point  along  the  bank  of  the  reservoir. 

Mills  83  and  84  also  have  settling  ponds  for  recovering  the  last  of  the  water. 
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At  Tamowitz  a  space  enclosed  by  a  dike  of  coarse  tailings,  made  tight  on  the 
inside  by  fine  tailings,  has  been  used  for  impounding  mill  tailing 

At  the  washing  plant  of  the  Longdale  Iron  Co.,  Virginia,  ponds  several  acres 
in  extent  and  20  or  30  feet  deep  are  formed  by  making  embankments  of  slag 
from  tiie  blast  furnaces  and  lining  the  inside  slope  with  clay.  The  slimy  water 
from  which  the  sand  has  previously  been  removed  by  an  unwatering  apparatus, 
called  the  Johnson  mechanical  sand  shoveler  ^see  §  637),  runs  into  these  ponds 
and  filters  through  the  embankment  perfectly  clear.  In  this  particular  in- 
stance the  water  is  not  used  again,  the  clarifying  being  done  merely  to  prevent 
deposition  in  the  streams. 

§  352.  Quality  of  Work  of  Glassifibbs. — ^To  test  the  efficiency  of  classifiers 
in  the  mills,  the  author  obtained  complete  sets  of  samples  from  Mills  22,  28,  30 
and  38.  lliese  samples  were  all  sized  upon  a  nest  of  sieves,  and  the  results 
are  given  in  the  columns  headed  ^Ter  cent.^'  in  Tables  253  to  256.  The  other 
columns  will  be  explained  later  under  Testing,  in  Chapter  XXL  The  results 
are  also  plotted  graphically  in  Pigs.  636,  538,  640  and  642. 

Sorted  products  of  a  classifier  might  be  tested  either  in  a  perfect  sorting 
instrument  which  would  determine  how  nearly  the  classifier  had  approached  to 
perfect  sorting,  or  by  sizing  sieves  and  microscope  which  would  show  the  actual 
sizes  obtained  and  the  approximate  proportions  of  minerals  present.  On  the 
samples  here  considered  sieves  were  used  down  to  the  limit  of  sifting,  and 
sorting  in  a  beaker  for  finer  sizes. 

An  inspection  of  the  sizing  tests  and  of  the  diagrams  shows  how  each  classi* 
fier  product  stretohes  out  over  a  considerable  range  of  sizes,  that  is,  the  classi- 
fiers in  the  mills  are  all  doing  more  or  less  imperfect  work.  Looking  over  the 
graphical  plots  of  Figs.  535  to  542,  one  sees  a  series  of  products  less  and  less 
perfectly  bounded  from  the  coarsest  sieve  down  to  the  last  spigot  of  the  box 
classifier.  The  limits  of  the  trommel  sizes  are  fairly  sharply  defined,  those  of 
the  first  spigot  product  of  the  hydraulic  classifier  are  less  so  and  the  decrease 
goes  on  through  the  later  spigote  of  the  hydraulic  classifiers  and  the  spigote  of 
the  box  classifiers. 

Begarding  the  respective  merite  of  the  hydraulic  classifiers  the  work  of  the 
Meinecke  classifier  of  Mill  28  excels  all  the  others  in  keeping  fine  material  out 
of  the  spigot.  It  is  logical  that  it  should  do  the  best  work  when  one  considers 
that  its  action  (see  §  325)  is  to  successively  eliminate  the  lighter  grains. 

Tables  253  to  256  also  show  that  the  amount  larger  than  0.270  mm.  in  the 
overflow  of  the  hydraulic  classifiers  is  3.5%  in  Mill  22,  less  than  1.0%  in  Mill 
28,  about  6  or  10%  in  Mill  30  and  0.5%  in  Mill  38.  This  indicates  that  the 
lower  limit  of  work  of  hydraulic  classifiers  is  about  i  mm.  (^i^  inch)  and  the 
practice  is  to  send  stuff  finer  than  this  to  box  dassifiers. 
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TABLB 


;. — SIZING  TB8T8  OF  SORTED  PBODUCTS  IN  HILL 


Na  1  QydrauUo  CSMsifler. 


Number  In  Fig.  6B6w 


Feed,     let  Spigot  9d  Spigot 


4(Flg.  886) 


Orerilow. 


Na  1  SorfaoeCaiTe&t  Bqk 


let  Spigot  9d  Spigot. 


Through  6. 
Through  8. 
Through  2. 
Through  1. 
Through  1. 
Through  0. 
Through  0. 
Through  0. 
Throuj^hO. 
Through  0. 
Through  0. 
Through  0. 
Through  0. 
Through  0. 
Through  0, 
Through  0. 
Through  0. 
Through  0. 
Through  0. 

Total. 


0.8 
^.8 
8 
18.5 
14.0 
7.8 
6.1 
1.4 
9.7 
8.8 
0.0 
1.8 
0.8 


0.8 
81.0 
47.8 
01.8 
75.0 
88.7 
88.8 
00.9 
08.8 
00.1 
07.0 
96.8 
06.4 


1.8 


8.4 
7.8 
0.1 
18.1 
14.8 
17.0 
8.0 
18.4 
15.8 
8.8 
8.8 
0.6 


1.8 


8.4 

0.0 
15.7 
86.8 
48.0 
00.0 
08.0 
75.8 
01.1 
04.4 
07.7 
98.9 


1.0 
9.0 
9.6 
7.1 
8.9 

10.8 
1.8 

10.8 

17.8 
8.9 

14.7 
9.4 


11.7 


1.0 
8.0 
0.4 
18.6 
91.7 
88.0 
88.8 
44.1 
68.0 
70.8 
84.0 
87.8 


0.8 
0.6 
0.6 
9.0 
0.7 
6.7 

18.8 
1.6 
6.8 

15.1 

19.9 
7.7 
6.4 

18.6 


0.8 

0.0 

1.6 

8.6 

18.9 

18.0 

89.7 

84.8 

40.6 

66.7 

07.0 

76.0 

81.0 


0.3 
0.6 
1.6 
1.0 
4.8 
B.O 
18.8 
98.6 
4.9 
18.0 
7.7 
8.6 
1.8 
0.6 
9.6 


0.8 

0.8 

8.8 

8.8 

8.1 

80.1 

48.8 

66.8 

70.0 

68.0 

90.7 

04.9 

06.6 

96.1 


0.4 
1.8 

10.0 
9.7 

18.6 
9 

86.0 
6.7 
8.8 

11.6 


0.4 
1.7 
19.6 
16.8 
96.0 
68.1 
7B.0 
84.7 
66.0 


0.4 
1.6 
0.4 
0.7 
14.4 
16.0 
19.8 
7.4 
37.1 


0.4 

9.0 

9.4 

0.1 

28.5 

42.4 

86.9 

tt.O 


00.7 


99.4 


.09.0 


09.6 


.    96.7 


90.6 


99.7 


•  Tlie  etgnlflnMico  of  the  oQlumne  headed  "  Cumulative  peroent."  ie  explained  hi  S  H8-{  666L 
(a)  Round  hole  sieyes  were  used  down  to  and  including  0.403  mm. ;  then  aquare  holes  down  to  and 
including  O.0Q9  mm.  Bolow  0.009  mm.  settlinff  in  water  was  used,  and  the  sixes  fciven  are  merely 
diameters  of  quarts  which  settle  90  mm.  in  \\  90,  60,  120  and  800  seconds.  All  of  the  sattlea 
products  contained  grains  of  mineral  heavier  than  quarts,  and  these  grains  were  smaller  than  tiie 
quarts  grains. 

TABLE  254. — SIZING  TESTS  ON   SQRTED  PRODUCTS  IN  HILL   28*. 


Mumher  in  Fig.  686. 


9(FIg687) 


Throui^ 


No.  1  Hydraulic  Oaasiftor. 


Feed. 


First 
Spigot. 


10 


Second 
Spigot. 


Third 
Spigot. 


1^ 


Fourth 
Spigot. 


No.  1  Surface  Current 
Box  Ciawifter. 


Fhnt 
Spigot 


14 


\' 


Second 
Spigot. 


15 


<«) 


16 


9.00  onl. 
1.89  onl. 
1.49  onO. 
0.046  on  0. 
0.667  on  0. 
0.498  on  0. 
0.871  on  0. 
0.970  on  0. 
0.158  on  0. 
0.110  on  0. 
0.078  on  0. 
0.009  on  0. 
0.047  on  0. 
0.084  on  0. 
0.085  on  0. 
0.019  on  0. 
0.012  mm, 


89  mm  (6).. 

,49  mm. 

945  mm 

,667  mm 

403  mm  (b).. 

,871mm 

,270  mm 

158  mm 

,119  mm 

078  nun 

,060  nun  (5). . 
,047  mm..... 

084  mm 

,025  mm 

OlOmm 

,012  nun 


6.6 
21.2 
16.8 
18.7 

5.n 

6.0 
18.8 
8.8 
5.6 


5.6 
26.8 
48.1 
56.8 
62.4 
71.8 
85.1 
88.0 
M.6 


0.8 
28.5 
67.1 
8.1 
0.3 


0.8 
28.8 
96.9 
99.0 
99 


0.1 
54.1 
90.4 
96.1 
99.0 
99 
2  99.9 


0.0  96.4 


4.4 


86.4 
43.8 
10.7 
8.0 
8.0 
2.4 
0.6 
0.4 


86.4 
70.7 
90.4 
98.4 
96.4 
96.8 
99.8 
99.7 


8.1 
80.6 
82.6 
12.1 
18.2 
7.7 
0.2 
0.2 


8.1 
83.0 
66.4 
78.5 
91.7 
99.4 
99.6 
99.8 


0.1 


V  0.8 


0.2 


0.04 

0.1 

0.1 

0.5 

8.2 

8.0 

21.1 
6.8 

52.8 
8.0 
1.8 
0.8 
0.2 
9.0 


0.04 
0.1 
0.9 
0.7 
8.0 
60 
98.0 
84.6 
87.6 
96.6 
97.4 
97.7 
97.0 


0.1 
0.9 
0.9 
0.7 
15.4 


0.1 
0.8 
1.! 
1.9 
17.8 


9  0.1 


6.6  98.8 
65.6  60.8 
7.1   06.4 


1.0 
0.6 
1.4 


06 

0.1 

0.9 

0.8 

60.890.5 

34.1 

93.2 

9.8 

8.6 

6.6 


96.8 
96.8 


0.1 

0.9 

1.1 

1.0 

22.4 

66.6 

79.7 

69.6 

88.8 


Total 


99.8 


99.8 


100.0 


100.0.... 


100.0.... 


09.04 


100.2 


96.9 


*  Tlie  aignifloanoe  of  the  columns  headed  ^'Cumulatire  percent.**  to  explained  bi  1 66M  886i 
(a)  No.  1  whole  current  box  classifier.  (M  Round  hole  sieves  were  used  down  to  and  including  CI08 
mm.;  then  squnre  holes  down  to  and  inclndinff  0.060  mm.  Below  0  060  mm.  settling  in  water  was  used, 
and  the  sizes  lariven  are  merely  diameters  of  quarts  which  settle  00  mm.  in  15,  30,  CO,  120 and  300  seconds. 
All  of  the  settled  products  contained  grains  of  mineral  heavier  than  quarts,  and  these  grains  were  smaller 
than  the  quartz  arrains. 
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TABLE   255. — SIZING  TESTS  ON   SOBTED  PBODUOTS   IN   MILL   30.* 


NamlMr  In  Fig.  610. 


6(Fi«r.680) 


No.  1  HydnuiUcCtaMifler. 


Feed. 


iBt  Spigot 


8d  Spigot. 


8d  Spigot. 


Whole  Ourrenfc  Box  C3uiifler. 


Itt  Spigot  9d  Spigot. 


11 


Overflow- 


IS 


Throofl^B. 
TliroughS. 
TfarongliS. 
Thitmghl. 
nuoaghl. 
tluroaghO. 
TliroaghO. 
TfarongliO. 
Through  0. 
Through  0. 
ThroogbO. 
Through  0. 
ThroogbO. 


Through  0. 
IhrougfaO. 
Throng  0. 
Through  0. 
Through  0. 

TMil. 


d  on  8. 
M  onS. 
,flO  onl. 
.89  onl. 
.48  onO. 
.945  on  0. 
.887  on  0. 
.498  on  0. 
,871  on  0, 
.890  on  0. 
.168  on  0. 
.119  oo  0 
,078  on  0. 
.009  on  0, 
.047  on  0, 

'     onO, 

on  0, 

.019  on  0. 

018 


94  mm  (a). 
.89  mm..... 
,69  mm 


,945  mm. 

807  mm. 

.488  mm  (a).. 
.871  mm...... 

.870  mm.. ... 

,166  mm....  . 

,119  mm. 

.078  mm. 

,089 mm  (a).. 

.047  nmi. 

,084  mm...... 

.OSBmm...... 

,010 1 
.0191 


0.5 
8.4 
9.4 
90.5 
14.8 
11.8 
9.6 
6.0 
9.7 
8.8 
4.8 
0.9 


9.5 


0.5 
6.9 
16.8 
86.8 
51.0 
88.8 
64.9 
70.9 
80.6 
88.9 
86.8 
89.1 


0.1 
1.1 
14.8 
17.4 
80.8 
16.8 
10.1 
8.1 
8.8 
8.7 
0 

0.6 
0.1 


0.4 


0.1 

1.8 

15.4 

88.8 

1.0 


78.8  81.4 
,5 


88.4 
90.5 
94.8 
96.0 
96.7 
99.8 
99.4 


0.5 
7.9 
17.7 
48.1 
68.5 
81.0 
88.7 
00.7 
07.9 
96.4 
99.8 
99.8 


0.8 


0.8 
0.8 
8.8 
10.8 
18.0 
5.6 
16.8 
95.8 
6.8 
5.1 
0.6 


1.7 


0.8 
1.0 
4.8 
15.1 
88.1 
48.7 
60.9 
85.7 
91.9 
97.0 
97.6 


0.6 

0.8 

0.5 

1.5 

8.8 

4.1 

9.4 

1.5 

11.5 

19.8 

11.4 

8.8 

6.4 

bB.6 


0.8 
8.8 
10.5 
14.6 
M.O 
85.5 
87.U 
49.8 
60.7 
68.0 
75.8 


0.8 
1.1 
8.5 
8.7 
7.8 
96.8 
18.0 
19.8 
4.0 
9.8 
6.8 
8.4 
1.1 
0.6 
8.4 


0.8 
1.4 
8.9 
6.6 
18.9 
40.8 
58.8 
78.5 
70.5 
86.8 
08.5 
94.9 
96.0 
96.6 


04 

0.8 

1.8 

1.9 

10.8 

8.5 

17.7 

87.1 

17.1 

6.5 

8.1 

11.8 


(6) 
0.8 
1.5 
8.4 
W.7 
16.8 
88.9 
61.0 
78.1 
84.6 
87.7 


.•••••••....* 


8B.6  ••••..  80.O 


09.6 


9.8 


99.5 


....99.0 


99.8 


•  The  fllgnUicsDoe  of  the  oofammt  beaded  **Cumu]atiTe  percent.**  is  explamed  in  {  868-f  806L 
(a)  Bonnd  hole  aievee  were  used  down  to  And  including  0.493  mm. ;  then  equare  holes  down  to  and  in- 
eluding  0.060  mm.  Below  0.000  mm.  settlinff  in  water  was  used,  and  the  siaes  ffiven  are  merely  diameters 
of  quarts  which  settle  90  mm.  in  15, 80, 60, 120  and  900  seconds.  All  of  the  settled  prodnets  contained  grains 
of  mineral  heavier  than  quartz,  and  these  grains  were  smaller  than  the  quarts  grains.  (6)  This  was  all 
foreign  material,  such  as  chips,  etc. 

TABLE  256. — SIZING  TESTS  OF  SOBTED  PBODUOTS   IN   MILL 


•  Tlie  Bignlflcuioe  of  the  cohmins  headed  "  Cumulative  peroent.**  li  ezpUlned  In  1 868-f  886. 
(a)  Bound  hole  sieves  were  used  down  to  and  including  0.488  mm. ;  then  square  holes  down  to  and 
including  0.060  mm.  Below  O.O00  mm.  settling  in  water  was  used,  and  the  sises  given  are  merely 
diameters  of  quarts  which  settle  90  mm.  in  15,  80, 60, 120  and  800  seconds.  All  of  the  settled  prodnets 
contained  grains  of  mineral  heavier  than  quarts,  and  these  grains  were  smaller  than  the  quartz 
grains. 

BiBLIOOBAFHY  OF  CLASSIFIBBS. 

This  will  be  found  at  the  end  of  Chapter  ZII. 


CHAPTER  XII. 

LAWS  OP  CLASSIFYING  BY  FBEE  SETTLING  IN  WATER. 

§  353.  Fbeb  Settling  and  Hindered  Settling  Defined. — ^In  order  to  intel- 
ligently design  hydraulic  classifiers,  box  classifiers,  settling  tanks  and  jigs,  the 
laws  governing  the  rate  of  settling  of  particles  in  water  must  be  understood. 

There  are  two  conditions  of  settling  of  grains  that  are  recognized  as  distinct 
from  each  other  and  whose  laws  must  be  studied  independently.  They  are  called 
falling  under  free  settling  conditions  and  falling  under  hindered  settling  condi- 
tions. 

Free  eettUng  is  where  individual  particles  fall  freely,  either  in  still  water  or 
against  an  opposing  upward  current,  without  being  hindered  by  other  particles. 
The  classifiers  and  settling  tanks  are  instances  of  this  principle. 

Hindered  settling  is  where  particles  of  mixed  sizes,  shapes  and  gravities  in  a 
crowded  mass,  yet  free  to  move  among  themselves,  are  sorted  in  a  rising  cuirent 
of  water,  the  velocity  of  which  is  much  less  than  the  free  falling  velocity  of  the 
particles,  but  yet  enough  so  that  the  particles  are  in  motion.  The  arrangement 
of  the  particles  is  so  positive  that  if  one  of  them  be  moved  either  upward  or 
downward  from  its  chosen  companions,  it  will  be  found,  when  set  free,  to  return 
immediately  to  practically  the  same  group  as  before.  The  jig  beds  are  instances 
of  this  principle.  The  consideration  of  hindered  settling  will  be  reserved  for 
the  chapter  on  jigs,  and  only  free  settling  will  be  here  taken  up. 

§  354.  Free  Settling,  General  Principles. — ^The  conditions  affecting  free 
settling  will  be  first  considered.  The  rate  of  falling  of  particles  under  free  set- 
tling conditions  depends,  other  things  being  equal  in  each  case,  upon: 

(1)  Specific  gravity. — Of  two  particles  having  different  specific  gravities, 
that  having  the  higher  will  fall  faster  than  that  having  the  lower. 

(2)  Size. — Of  two  particles  the  larger  will  settle  faster  in  the  water  than  the 
smaller. 

The  specific  gravity  and  size  have  a  further  effect  upon  the  rate  of  acceleration 
of  the  particles  during  the  time  they  are  acquiring  their  full  velocity,  that  is, 
before  they  reach  the  point  where  the  friction  of  the  water  plus  the  force  of  the 
rising  current,  if  there  be  any,  balances  the  force  of  gravity.  This  effect  is,  that 
of  two  particles  which  are  equal  settling,  the  smaller  particle  with  higher  specific 
gravity  reaches  its  full  velocity  quicker  than  the  larger  particle  with  lower  specific 
gravity,  or  in  other  words,  it  has  greater  acceleration. 

(5)  Shape. — Of  particles  which  just  pass  through  the  same  screen,  the 
roundish  grain  settles  faster  than  the  long,  narrow  grain,  and  the  latter  settles 
faster  than  the  flat  grain. 

(4)  Air  bubbles. — Of  two  particles,  one  of  which  retains  adhering  air  bubbles, 
while  the  other  does  not,  the  latter  will  settle  most  rapidly.  Water  is  sometimes 
so  charged  with  air  that  bubbles  form  upon  immersed  grains  and  tend  to  float 
them. 

(6)  Magnetism. — Of  two  groups  of  particles,  one  of  which  is  strongly  mag- 
netic, while  the  other  is  not,  the  former  may  form  a  clot,  owing  to  the  mutual 
attraction  of  the  particles,  and  fall  much  more  rapidly  than  the  latter  in  which 
the  particles  fall  individually. 
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(6)  Density  of  Liquids. — In  two  liquids  of  different  density,  the  rate  of 
settling  of  a  particle  is  more  rapid  in  the  lighter  liquid.  This  idea  may  be 
carried  so  far  as  to  have  a  liquid  of  a  density  greater  than  the  specific  gravity 
of  the  ore  particles,  and  the  particles  will  then  float  on  its  surface.  Again,  there 
may  be  particles  of  two  different  specific  gravities  and  the  density  of  the  liquid 
lies  between  them,  in  which  case  the  particles  of  low  specfic  gravity  will  float, 
while  those  of  high  will  sink,  and  a  separation  will  be  effected  thereby,  accord- 
ing to  the  principle  of  intermediate  density. 

(7)  Viscosity. — In  two  liquids  of  different  fluidity,  the  rate  of  settling  of  a 
particle  is  more  rapid  in  the  more  fluid  liquid. 

§  355.  Sorting  Tube  Investigation. — The  author  has  investigated  this  ques- 
tion of  the  rate  of  settling  under  free  settling  conditions.  The  purest  available 
samples  of  a  number  of  minerals  were  obtained  and  their  specific  gravities  care- 
fully determined.  The  results  are  shown  in  Table  257.  They  are  averages  of 
three  or  four  closely  agreeing  tests. 

TABLE  257. — SPECIFIC  GRAVITIES  OF  MINERALS  USED  FOB  TESTS. 


lUneral. 

Speciflo  Gravity. 

Mineral. 

Specific  Gravity. 

1.478 
2.640 
8.880 
4.046 
4.606 
4.9»7 
6.884 

Araenopyrite 

CaasitiNito 

Antimony  (artificial) 

Wolframite 

Galena  (cubic) 

6.6B7 

Quarts 

6.961 

Spidote 

6.706 

Sphalerite, t  . ,  r  r  - » .  - 

6.067 

7.586 

'WhtvnOtito  *      *        * " 

CoDoer  (Lake'  SuDerior) 

8.479 

/^5/ww.ita                  •  •  •  •  • 

A  series  of  sieves  arranged  in  a  nest  was  prepared  and  the  diameters  of  the 
holes  were  carefully  determined,  as  shown  in  Table  258.    Each  mineral  was  then 


TABLE  258.^0MPUTATI0N  OF  GRAIN  SIZES. 

Meshes 

Net 
Linear 
Siseof 
Hole. 

Meshes 

Net 
Linear 
Size  of 
Hole. 

Average 

Batioof 

Meeh. 

Inch 
oneway. 

Diameter 

of 

Wire. 

L^^r 

Inch  the 

other 

Diameter 

of 

Wire. 

Average  Net 
Linear  Siae 

ofsS 
and  of 

one 
above  it 

Unear 

Siae  of 

Hole  to 

one 

way. 

Below  it. 

Inches. 

Inches. 

Inches. 

Inches. 

Inches. 

Mm. 

Mm. 

8 

8 
S.7R 

0.0506 
0.0471 

0.8880 
0.8196 

8 

0.0606 
0.0447 

0.8880 

o.im 

0.8880 
O.si087 

7.188 
5.801 

1.86 

4 

6.844 

1.85 

6 

6.95 

0.0404 

0.1500 

6^ 

0.0404 

0.1586 

0.1548 

8.988 

4.616 

1.17 

6 

6 

0.0858 

0.1816 

6.9 

0.0666 

0.1880 

0.1898 

8.368 

8.646 

1.81 

8 

8 

0.0880 

0.0970 

7.5 

0.0879 

0.1054 

0.1018 

8.570 

9.964 

j  a  1.98 

1  6  1.86 

1.84 

10  (old)  (c) 
IOCbowXc) 

10 

0.0S50 

0.0750 

8^ 

0.0860 

0.0909 

0.0880 

8.108 

8.889 

10.4 

o.ueso 

0.0718 

10* 

0.0890 

0.0780 

0.0746 

1.895 

1^.838 

1.81 

IS 

19 

0.0881 

0.0618 

11.8 

0.0981 

0.0686 

0.0619 

1.578 

jal.840 

Im.784 

1.448 

1.10 

14 

14 

0  0197 

0.0617 

14 

0.0197 

0.0517 

0.0617 

1.818 

16 

16 

0.C188 

0.0448 

14.6 

0.0188 

0.0508 

0.0472 

1.199 

1.956 

1.88 

18 

18 

0.0170 

0.0886 

18.4 

0.0158 

0.0886 

0.0686 

0.980 

1.090 

1.08 

90 

18.8 

0.0161 

0.0871 

90 

0.0156 

0.0644 

O.0657 

0.907 

0.944 

1.19 

M 

98 

0.0188 

0.0888 

84 

0.0188 

0.0279 

0.0300 

0.768 

0.885 

1.85 

80 

98 

0.0184 

0.0SS8 

80 

0.0181 

0.0818 

0.0888 

0.566 

0.664 

1.88 

40 

85 

O.OIOO 

0.0186 

40 

0.0100 

0.0160 

0.0168 

0.487 

0.496 

1.89 

60 

40 

0.0090 

0.0160 

50 

0.0088 

0.0117 

0.0188 

0.851 

0.889 

1.87 

eo 

61.5 

0.0081 

0.0081 

47 

0.0076 

0.0186 

0.0109 

0.977 

0.814 

1.85 

80 

67 

0.0056 

0.0094 

81 

0.0066 

0.0068 

O.O081 

0.806 

0.841 

1.50 

100 

101 

0.0047 

00068 

108 

0.0048 

0.0065 

0.0054 

0.187 

0.179 

1.06 

190 

116 

0.0084 

0.0068 

180 

0.0064 

0.0049 

0.0061 

0.180 

0.184 

1.81 

140 

128 

0.0084 

0.0044 

186 

0.0084 

0.0089 

0.0048 

0.107 

0.119 

(a)  With  old  10  mesh.    (&)  With  new  10  mesh. 
hiiMiered  settling  and  the  pulsion  jig  experiments. 


(c)The  old  sieve  was  used  for 
The  new  sieve  was  used  on  the 


sixing  during  the  free  and 
lAter  Jigging  experiments. 


sized  by  the  series  of  sieves,  yielding  a  series  of  products  ranging  from  the  coars- 
est to  the  finest.  The  average  diameter  of  the  grains  contained  in  any  one 
product,  for  example  those  particles  which  passed  through  30-mesh  sieve  and 
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rested  on  40-mefih^  was  aaenmed  to  be  the  average  of  the  diameters  of  the  two 
sieve  holes.  Some  writers  have  used  factors  obtained  by  experiment  for  obtain- 
ing these  values,  but  the  author  thinks  that  this  simple  basis  for  computation^ 
which  can  be  at  any  time  reproduced,  is  preferable  to  one  which  involves  the  use 
of  a  coefficient  which  may  or  may  not  be  correct. 


TABLE  259. — SORTING  TUBS  RESULTS — ^FASTEST  GRAINS. 


I 

a 
< 


Spedflc  Gravity 


8.«79 


7.B88 


6.987 


6.706 


6.961 


6.0S7 


6.884 


4.067 


4.606 


4.046 


8.880 


8.640 


1.478 


>B\ 


>^l 


ts 


i 


II 


10-18 
18-14 
14—16 
16-18 
18-^ 
80-84 
84-80 
80-^0 
40-«> 
80-60 
60-W 
80-100 
100-180 
180-140 


1.840 
1.448 
1.866 
1.000 
0.044 
0.885 
0.664 
0.406 
0.880 
0.814 
0.841 
0.178 
0.184 
0.110 


447.1 
416.8 
887.0 
8S7.8 
810.8 
816.7 
804.8 
886.0 
168.8 
147.8 
188.7 
04.5 
67.0 
68.6 


484.0 
406.4 
886.7 
867.0 
888.7 
810.6 
876.7 
886.4 
186.8 
154.0 
188.4 
80.0 
67.4 
60.6 


407.8 
880.8 
867.0 
884.6 
808.8 
878.0 
846.6 
908.8 
166.8 
140.0 
117.0 
86.1 
68.8 
66.0 


411.0 
889.0 
885.0 
819.0 
878.8 
866.4 
838.6 
166.8 
166.8 
188.0 
118.4 
84.8 
79.4 
66.0 


406.1 
880.6 
848.0 
880.7 
984.7 
975.1 
944.4 
104.1 
16S.7 
140.5 
119.4 
88.8 
00.6 
64.7 


891.7 

844.0 

880.9 

810.6 

860.6 

861.6 

888.6 

178.8 

140.1 

186.6 

108.7 

75.0 

51.4 

46.8 


888.0 
806.6 
868.6 
976.1 
985.8 
SSl.l 
909.8 
165.8 
188.6 
116.8 
08.1 
07.8 
40.0 
46.6 


841.0 
810.0 
880.9 
970.4 
988.1 
981.9 
908.8 
165.0 
181.0 


885.7 
806.7 
977.1 
960.8 
886.9 
910.6 
167.0 
161.5 
181.8 
106.6 
64.6 
08.0 
48.6 
44.8 


866.0 
847.5 
981.7 
816.8 
197.4 
161.8 
150.0 
188.7 
105.0 
66.6 
70.7 
68.6 
80.7 
86.5 


867.8 
887.9 
994.0 
819.0 
185.0 
170.8 
154.6 
186.7 
108.0 
84.8 
00.4 
40.7 
86.9 
84.8 


881.1 
186.8 
107.1 
166.7 
148.8 
188.8 
116.7 
«.5 
78.1 
61.8 
51.8 
86.0 
84.8 
80.8 


06.1 
81.1 
76.0 
08.7 
59.9 
56.7 
48.8 
41.4 
38.5 
86.4 
18.8 
16.8 
18.5 
<a)0.8 


(a) 


vpon  806  mm.  fall.  Instead  of  8.488 1 


pTltun  a  to  fr.  Fig.  886.] 


TABLE  260. — BOSTINQ  TUBE  RESULTS — BL0WE8T  GRAINS. 


€ 
^ 


Spedflo  Gravity 


8.470 


7.B 


6.087 


6.706 


6.861 


6.687 


6.884 


4.087 


4.606 


4.046 


8.860 


8.640 


1.478 


10-18 
»-14 
14—16 
16-18 
18-80 
80-84 
84-80 
80-40 
40-60 
60-60 
00-80 
80-100 
lOO-l^ 
190-140 


Ij 


frd 


i>s^ 


111 


1.640 
1.448 
1.806 
1.000 
0.944 
0.685 
0.064 
0.406 
0.860 
0.814 
0.841 
0.179 
0.184 
0.110 


888.7 
806.4 

166.6 
176.0 
146.0 
180.0 
110.6 
a  70.4 
67.0 
44.6 
88.1 
88.1 
16.1 
18.6 


907.6 

844.5 

800.7 

180.0 

159.9 

146.0 

116.1 

86.8 

68.8 

a  48.6 

84.8 

19.5 

18.5 

11.7 


8S8.8 
810.5 
806.9 
178.4 
154.4 
185.5 
119.6 

gr.o 

65.9 
85.5 
a  80.0 
14.8 
11.6 
0.9 


878.5 
818.4 
194.8 
179.0 
166.4 
146.0 
114.8 
08.8 
76.8 
65.0 
86.4 


846.8 

810.6 

185.8 

147.8 

188.8 

106.7 

75.9 

56.4 

49.0 

99.8 

15.9 

8.6 

8.4 


199.8 

168.0 

147.8 

198.7 

111.8 

108.8 

85.0 

68.0 

a41.8 

88.0 

19.0 

9.8 

6.8 

6.7 


887.8 
800.5 
165.9 
158.7 
186.6 
119.5 
101.6 
80.9 
.  65.4 


195.1 

161.0 

149.4 

180.9 

117.8 

106.6 

60.1 

51.1 

a  89.5 

86.1 

16.5 

10.8 

6.8 

6.4 


184.1 
164.8 
160.9 
186.8 
181.6 
104.8 
77.8 
ff7.4 
41.4 
82.4 
80.8 
18.8 
7.7 
7.4 


160.9 

147.1 

186.0 

107.9 

108.0 

00.4 

a  48.4 

88.4 

86.8 

16.5 

0.9 

6.8 

8.9 

8.6 


186.8 

100.5 

110.8 

07.7 

86.8 

71.1 

66.4 

40.0 

88.0 

96.1 

16.8 

9.0 

5.8 

5.8 


85.1 
89.8 
95.8 
a  81.4 
80.8 
19.0 
14.8 
10.6 
8.0 
6.8 
8.8 
8.1 
1.5 
1.1 


(a)  This  value  and  aO  below  it  in  the  same  oolumn  waa  measured  on  806  mm.  fall  instead  of  8.488  nun. 
[From  a  to  b,  Fig.  880.] 


A  sorting  tube,  abont  50.8  mm.  diameter,  was  prepared,  having  the  spaces 
marked  npon  it  as  indicated  in  Fig.  286.  The  velocities  of  settling  nnder  free 
settling  conditions  were  then  obtained  by  allowing  a  number  of  grains,  perhaps 
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fifty,  from  each  of  the  products  obtained  by  the  sizing,  to  fall 
ifl  the  distance  from  a  to  c  in  the  sorting  tube,  and  noting  the  period 
\  required  for  the  passage  of  the  fastest  grain,  and  also  the  time  re- 
!  quired  for  approximately  90%  of  the  grains  to  pass.    This  pro- 

j  portion  of  90%  was  preferred  to  the  observation  of  the  slowest 

j  grain,  because  the  slowest  often  lags  an  indefinite  distance  behind. 

I  The  results  of  these  tests  are  given  for  fastest  grains  in  Table 

I  269,  and -for  slowest,  that  is,  for  90%,  in  Table  260.  Each  result 
in  the  table  is  an  average  obtained  from  several  tests,  in  some 
instances  as  many  as  20.  The  distance  of  152  mm.  at  the  top, 
was  allowed  for  the  grains  to  reach  full  speed,  and  the  short  dis- 
tance, ah,  of  305  mm.  was  used  with  the  smallest  sizes  of  grains. 
In  all  cases  the  grains  were  thoroughly  wetted  and  in  some  cases 
:!8        were  boiled  in  water  before  being  dropped,  in  order  to  guarantee 

(;  their  freedom  from  air  bubbles. 

ogg §356.  Discussion    of    Sorting    Tube    Results. — Some    re- 

^^  80RTIN0  ^^^^^  ^^^  called  for  by  apparent  inconsistencies  in  Table  259, 
TUBE  ®  fastest  grains.  In  nearly  every  instance,  cassiterite  fell 
faster  than  antimony,  although  its  specific  gravity  is  lower. 
The  low  specific  gravity  given  is  explained  by  the  presence  of  a  little  quartz 
in  included  grains  with  the  cassiterite,  while  the  free  grains  probably  have 
a  higher  specific  gravity  than  antimony,  and  fall  ahead  of  that  metal,  as 
they  should.  The  inconsistency  between  chalcocite  and  magnetite  is  due  to  the 
shape  of  the  particles;  magnetite  has  rounded  or  cubical  grains;  chalcocite  is 
very  flat  and  scaly.  Copper  does  not  lead  galena  nearly  as  much  as  one  would 
expect.  This  is  due  to  the  shape  of  the  particles.  The  copper  was  Calumet  and 
Hecla  stamp-copper,  as  free  as  possible  from  rock,  the  pieces  being  all  more  or 
less  flattened,  and  the  finer  particles  to  some  extent  arborescent  and  leaf-like, 
while  the  galena  was  taken  from  large  cubes  of  pure  Wisconsin  mineral.  The 
work  upon  magnetite  broke  down  at  the  60-meBh  sieve,  sizes  below  attracting 
each  other  so  much  that  the  large  fiakes  resulting  made  a  test  impossible. 

The  velocities  of  the  slowest  grains,  given  in  Table  260,  are  perhaps  of  less 
value  than  tiiose  of  ihe  fastest  particles,  since  there  is  a  certain  personal  equa- 
tion in  estimating  the  90%,  which  may  vary.  But  for  other  reasons,  these  values 
are  of  very  great  interest,  and  play  an  important  part  in  the  whole  ore-dressinc 
discussion*  Toward  the  lower  ends  of  these  columns  frequent  inconsistencies  will 
be  noted.  They  are,  however,  not  very  serious,  and  are  accounted  for,  partly  as 
in  the  case  of  the  fastest  grains,  and  partly  by  the  difficulty  in  judging  the  90^^. 
The  results  ^ven  in  Tables  259  and  260  have  been  plotted  with  the  ordinates 
representing  diameters  of  grains  in  millimeters,  and  abscissae  representing  veloci- 
ties of  fall  in  millimeters  per  second,  and  from  the  plotted  points  smooth  curves 
have  been  drawn  which  show  directly  the  velocity  of  either  the  fastest  or  the 
slowest  grains  of  any  diameter  for  the  thirteen  different  minerals.  The  curves  for 
six  of  the  thirteen  minerals  are  shown  in  Fig.  287.  These  were  chosen  as  represen- 
tative as  it  would  obscure  the  plot  to  put  the  curves  of  all- thirteen  minerals  in 
one  figure.  These  curves  are  further  designed  to  be  used  for  all  calculations 
and  e^imates  where  the  velocity  of  fall  has  to  be  known.  To  make  the  work 
complete,  curves  would  have  to  be  drawn  for  each  individual  mineral  with 
which  the  ore  dresser  has  to  deal,  but  the  author  believes  that  from  the  curves 
of  the  six  minerals  sufficiently  accurate  figures  for  velocities  of  other  minerals 
may  be  found  by  interpolation,  if  the  specific  gravity  and  peculiarities  of  cleav- 
age of  the  other  minerals  are  known.  It  will  be  noticed  that  one  cannot  obtain 
average  figures  directly  from  these  curves,  but  that  one  gets  for  a  given  size  of 
grain,  a  range  of  velocities  with  which  it  may  fall  or,  on  the  other  hand,  for  a 
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given  velocity  of  fall,  the  range  of  diameters  of  particles  that  may  have  that 
velocity.  The  curve  of  the  average  grains  would  lie  somewhere  between  the 
curves  of  the  fastest  and  slowest  grains,  but  not  necessarily  midway.  The  im- 
pression that  the  author  received  by  the  eye,  from  watching  the  experiments,  was 
that  the  curve  of  average  grains  would  lie  about  one-third  the  distance  from  the 
fastest  to  the  slowest  grains. 

This  relation  of  various  minerals  may  be  expressed  approximately  by  means 
of  free  settling  ratios,  that  is,  the  ratios  of  the  diameters  of  the  grains  of  dif- 
ferent minerals  which  are  equal  settling.  To  illustrate  this,  the  columns  headed 
''Diameter^'  in  Table  261  have  been  taken  from  the  curves  of  fastest  grains  and 
show  the  diameters  of  grains  which  correspond  to  various  velocities.  From  these 
diameters  the  free  settling  ratios  referred  to  quartz  have  been  computed  by  divid- 
ing the  diameter  of  the  quartz  successively  by  each  of  the  diameters  of  the  other 
minerals  in  the  same  vertical  column.  The  things  to  be  noticed  in  this  table 
are:  (1)  that  the  ratios  increase  as  the  specific  gravity  of  the  mineral  increases, 
(2)  that  the  ratio  increases  with  each  mineral  as  the  size  of  grains  increases,  (3) 
that  the  ratios  for  the  lighter  minerals  are  larger  than,  and  those  for  the  heavier 
minerals  are  smaller. than  the  ratios  given  in  the  last  column,  which  are  calcu- 
lated by  substituting  the  proper  values  for  specific  gravity  and  diameters  in. 
Bittinger^s  formula  as  given  in  §  358. 

TABUE    261. — ^DIAMETERS    CORRESPONDING    TO    VARIOUS    VELOCITIES    Of    FALL    OF 

FASTEST  GRAINS  AND  RATIOS  FOR  OBTAINING  THE  DIAMETER  OF  QUARTZ 

WHICH  WILL  BE  EQUAL  SETTLING  WITH  THE  MINERAL  SPECIFIED. 


AnthneitA.... 

QuArtx 

Epidote 

Sphalerite... 
Fyrrhotite... 
Chaloodte... 
Anenopyrite. 
Caadterfte.... 
Antimony . . . . 
Wolframite. . . 

Galena 

Copper 


Velocities  of  Fall  in  Mllliraeters  per  Second. 


Bfm. 
0.89 
0.16 
0.111 
0.104 


0.41 


1.4 
1.5 


45.2 


Mm. 
0.69 

0.15 

0.14 

0.12 

0.118 

O.llS 

0.09; 


II 


0.87 


1.6 
1.6 
1.8 
1.9 
1.9 
2.8 


Mm. 
0.98 
0.88 
0.22 
0.21 
0.18 
0.16 
0.16 
0.14 
0.13 
0.18 
0.12 
0.12 


1^ 


0.84 


1.5 
1.6 
1.8 
2.1 
2.2 
2.4 
2.5 
2.6 
2.7 
2.7 


90.6 


Mm. 
1.66 
0.61 
0.88 
0.81 
0.26 
0.24 
0.21 
0.19 
0.18 
0.18 
0.17 
0.17 


0.80 


1.6 
1.6 
2.0 
2.1 
2.4 
2.7 
2.8 
2.8 
8.0 
8.0 


128 


Mm. 


0.81 
0.61 
0.49 
0.80 
0.86 
0.81 
0.28 
0.28 
0.27 
0.25 
0.85 


1.6 
1.7 
2.1 
2.2 
2.6 
2.9 
2.9 
8.0 
8.2 
8.2 


181 


Mm. 


1.86 
0.87 
0.84 
0.68 
0.68 
0.48 
0.44 
0.45 
0.48 
0.88 
0.88 


1.6 
1.6 
8.2 
2.8 
8.8 
8.1 
8.0 
8.2 
8.6 
8.6 


266 


Mm. 


1.68 
1.67 
1.08 
1.08 
0.88 
0.78 
0.T7 
O.TO 

o.eo 

0.88 


860 


Mm. 


1.56 
1.87 
1.46 
1.82 
1.11 
1.06 


0.288 


1.45 
1.86 
2.14 
2.64 
2.82 
8.82 
8.48 
8.64 
4.01 
4.66 


§  357.  Tubular  Classifier  Investigation. — As  a  cheek  upon  the  work  just 
given  and  as  a  means  of  preparing  a  perfect  set  of  sorted  products  for  the  investi- 
gation of  sizing  upon  a  surface,  the  following  apparatus  was  desigtied  and  tests 
made : 

The  tubular  classifier  (see  Fig.  288),  was  fed  with  hydraulic  water  at  e  at  a 
constant  rate,  admitted  by  a  dial-cock,  at  constant  pressure,  guaranteed  by  an 
overflow  column-pipe  to  give  constant  head.  This  passes  up  and  overflows  at  i, 
at  any  desired  speed.  If  k  be  the  average  area  in  square  millimeters  of  the  tube 
cd,  then  the  milligrams  or  cubic  millimeters  I  of  water  delivered  per  minute  at  i, 
divided  by  k,  wiU  give  the  upward  velocity  m  of  the  water  in  millimeters  per 
minute. 
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-^. 


^-»..*^ 


The  same  result  may  be  obtained  in  inches  per  minute  by  weighing  the  water 
in  pounds  as  follows:  The  pounds  of  water  at  62**P.,  p,  delivered  per  minute  at 
t,  multiplied  by  27.712,  gives  cubic  inches,  and  this  product  divided  by  the  area 
r  in  square  inches  gives  the  ascending  velocity  8  in  inches  per  minute. 

27.712  o 

-^B. 

r 

The  sorted  products,  for  example  of  quartz  and  galena,  were  obtained  by  feed- 
^  ing  at  a,  in  very  small  quantities  at  a  time,   mixed 

grains  of  these  minerals,  which  had  passed  through 
a  limiting  sieve  of  10  meshes  to  the  linear  inch  with 
2.108-mm.  holes,  and  therefore  contained  grains  of  both 
minerals  ranging  from  that  size  down  to  dust.     The 
/][uantity  of  sand  fed  was  so  small  that  the  volume  of 
sand  in  the  tube  at  any  given  time  was  far  less  than 
tV  that  of  the  water.     The  grains  became  subject  to  the 
action  of  the  current  at  6.     If  they  were  light  enough 
to  rise  in  the  current  flowing  at  any  given  time  they 
were  discharged  at  t.     If  heavy  enough  to  fall,  they 
passed  down  to  the  bulb  g.    The  rising  portion  c  of 
the  tube  is  305  mm.  long,  to  give  a  heavy  grain  that 
distance  to  repent  and  return.     The  falling  portion  d 
of  the  tube  is  also  305  mm.  long,  to  give  a  light  grain 
the  same  opportunity.     A  rotary  motion  is  given  to 
the  water  in  d,  to  prevent  a  downward  current  on  one 
side  and  an  excess  of  upward  current  on  the  other.     If 
the  mixed  quartz  and  galena  is  fed  slowly,  so  that  ''free 
settling''  conditions  prevail,  while  the  water  is  rising 
— for  example,  40  millimeters  per  second — it  yields 
two   products:   the   overflow   grains   which    rise   in   a 
40-mm.  current ;  the  bulb-grains  which  fall  in  the  same 
current.     If,  now,  the  above  bulb-grains  are  fed  to  the 
tube  when  the  water  is  rising  50  mm.  per  second,  it 
again  yields  two  products:  overflow  grains  which  rise 
in  a  50-mm.  current ;  and  bulb-grains  which  fall  in  the 
same  current.     This  second  overflow  is  defined  as  con- 
sisting of  grains  of  quartz  and  galena  which,  under 
free-settling  conditions,  fall  in  a  40-mm.  current  and 
FIG.   288. — TUBULAR    rise  in  a  60-mm.  current,  and  is  called  a  sand  sort  or 
0LA88IFIBB.  a  slimc  sort,  according  to  the  size  of  grains  it  con- 

tains. 
To  obtain  a  complete  set  of  products,  as  perfectly  defined  as  the  above,  the 
water  current  was  rated  at  frequent  intervals  all  the  way  from  0.0496  inches 
(1.261  mm.)  per  second  to  7.8269  inches,  (198.777  mm.)  per  second.  And  to 
obtain  further  information,  the  length  and  width  of  each  of  ten  grains  of  quartz 
and  also  of  galena  were  measured  by  microscope-micrometer  for  each  product. 
The  average  of  the  ten  measures  of  length  and  of  width  (twenty  in  all),  is 
called  the  average  diameter  of  the  grains.  The  thickness  was  not  obtained. 
These  figures  are  given  in  metric  measures  in  Table  262  together  with  the  ratio 
of  the  average  diameters  of  quartz  and  galena.  The  specific  gravity  of  the  quartz 
is  2.640  and  that  of  the  galena  is  7.586.  The  second  part  of  the  table  shows  the 
results  of  similar  experiments  made  with  quartz  and  chalcopyrite,  whose  specific 
gravity  was  4.167.  This  table  brings  out  to  a  more  marked  degree  than  the 
previous  work,  the  fact  that  the  free  settling  ratio  of  the  quartz  and  galena  is 
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TABLE  262. — ^DIAMETERS  OF  QUARTZ  AND  GALENA  PARTICLES  AND  OF  QUARTZ  AND 

OHALCOPYRITE    PARTICLES    WHICH    ARE    EQUAL    SETTLING    IN    THE 

UPWARD  CURRENTS  SPECIFIED. 


Velocity  of  Current 
per  Seoood 

Ratio  of 

of  Quarts 
to 

of  Galeoa 

Velocity  of  Current     ^v-ri^  ™«««f.«* 
.     per  Second          Average  Diameters 

Ratio  of 
Diameter 
of  Quarts 
toraame- 
terofChal- 
oopyrlte. 

In  which 
Orains 
Rise. 

in  which 

Grains 

FalL 

of  Quarts 
Graina 

of  Galena 
Grains. 

in  which 
Grains 
Rise. 

in  which 

Grains 

¥93BL 

of  Quarts 
Grains. 

of  Chaloo- 

Mm. 

Mm. 

Mm. 

Mm. 

Mm. 

Mm. 

Mm. 

Mm. 

IM 

0. 
1.90 

a  0.0801 
0.0B86 

a  0.0104 
0.0108 

1.66 
1.60 

1.96 
9.60 

0. 
1.96 

a  0.0186 
0.0444 

aO.O'iOO 
0.0679 

8.51 

"**i!io '* 

5.0 

S.61 

0.0668 

O.0808 

1.06 

6.0 

9.60 

0.0744 

0.0666 

1.88 

7.4 

6.0 

0.0773 

0.0419 

1.87 

7.6 

6.0 

0.0064 

0.0748 

1.88 

10.0 

7.4 

0.0W8 

0.0488 

9.01 

10.0 

7.6 

0.1989 

O.O089 

1.89 

14.7 

10.0 

0.148S 

0.0618 

9.88 

16.0 

10.0 

0.1666 

0.1918 

1.86 

19.8 

14.7 

0.1876 

0.0791 

9.60 

90.0 

16.0 

0.1889 

0.1905 

1.69 

96.0 

90.0 

0.9968 

0.1566 

1.46 

'"id 

....^„... 

*  "o.fflM"* 

"'oiiow'* 

■'■'i.io" 

80 

96.0 

0.9896 

0.1080 

1.47 

40 

80 

0.8416 

0.1806 

9.69 

40 

80 

0.8679 

0.9814 

1.54 

60 

40 

0.8880 

0.1404 

9.76 

60 

40 

0.4691 

0.8744 

1.68 

00 

60 

0.5841 

0.1708 

8.07 

60 

60 

0.4860 

0.8870 

1.61 

70 

60 

0.6809 

0.1907 

9.06 

70 

60 

0.6106 

0.8768 

1.69 

80 

TO 

0.6500 

0.9881 

9.Tr 

80 

70 

0.6896 

0.4446 

1.81 

00 

80 

0.8004 

0.9760 

8.18 

00 

80 

0.8464 

0.5006 

1.60 

100 

00 

1.0884 

0.8498 

9.90 

100 

00 

1.0086 

0.6680 

1.80 

110 

100 

1.1494 

0.8604 

8.96 

110 

100 

1.0098 

0.6940 

1.75 

lao 

110 

1.8916 

0.8648 

8.69 

190 

110 

1.9806 

0.6648 

1.88 

lao 

190 

1.4894 

0.8776 

8.77 

180 

190 

1.8760 

0.7888 

1.88 

140 

180 

1.4956 

0.4906 

8.89 

140 

180 

1.6690 

0.8988 

8.01 

160 

140 

1.6089 

0.4660 

8.69 

160 

140 

1.6176 

0.8768 

1.84 

160 

160 

1.6848 

0.4509 

8.07 

160 

160 

1.7886 

0.0668 

•    1.87 

170 

160 

1.7488 

0.4694 

8.78 

170 

160 

1.9068 

1.0648 

1.76 

181 

170 

1.8089 

0.5948 

8.44 

180 

170 

1.0066 

1.1068 

1.79 

100 

181 

1.0744 

0.5776 

8.49 

100 

180 

8.1948 

1.9080 

1.76 

(a)  These  averages  have  Jess  value  than  the  others,  heoauae  the  diameters  in  this  case  range  down  to  0. 

lower  than  that  given  by  Bittinger's  formula  and  is  a  variable,  being  smaller  for 
finer  sizes.  The  results  on  ehalcopyrite  and  quartz  offer  similar  evidence  to 
those  on  galena  and  quartz. 

Further  comparison  with  the  curves  of  the  fastest  and  slowest  grains  of  Fig. 
287  shows  that  these  average  figures  lie  about  three-fourths  of  the  distance  from 
the  fastest  to  the  slowest,  instead  of  only  one-third,  which,  as  previously  stated, 
was  the  impression  received  by  the  eye.  This  discrepancy  is  probably  due  to 
differences  in  the  nature  of  the  two  methods  of  measuring  the  grains.  In  the 
first  work,  the  diameter  of  the  grains  was  taken  as  the  average  of  the  diameters 
of  a  square  hole  through  which  they  were  just  able  to  pass,  and  a  square  hole 
through  which  they  just  failed  to  pass.  In  the  later  work,  the  diameter  of  the 
grains  was  taken  as  the  average  of  the  length  and  width  of  several  individual 
grains  as  they  lay  in  the  field  of  a  microscope.  It  is  clear  that  the  taking  of  aver- 
ages of  length  and  width  gives  too  high  result  for  comparison  with  the  sifting 
work,  as  it  is  the  width  which,  as  a  rule,  determines  whether  or  not  the  particle 
will  pass  through  a  given  sized  hole.  It  was  found  by  taking  averages  of  widths 
instead  of  both  lengths  and  widths,  that  instead  of  being  three-fourths,  the 
average  curve  is  about  two-fifths  (not  quite  down  to  one-third)  of  the  way  from 
the  fastest  to  the  slowest  curves.  This  verifies  again  the  former  work.  It 
should  be  noted  that  the  specific  gravity  of  ehalcopyrite  is  only  slightly  greater 
than  that  of  sphalerite,  and  hence  it  would  be  presumed  that  the  average  figures 
for  ehalcopyrite  would  be  slightly  less  than  three-fourths  of  the  way  from  the 
fastest  to  the  slowest  of  sphalerite.  Inspection  shows  that  this  is  true,  three- 
fifths  being  about  the  figure. 

§  368.  fiTTiNOEH's  Parabolic  Formula. — Formulas  for  the  rate  of  settling 
of  particles  in  water  have  been  derived  by  Rittinger,  Wagoner  and  others.  The 
parabolic  formula  of  Rittinger,  which  has  been  most  generally  accepted  by  other 
authors  and  which  will  be  taken  up  first,  does  not,  as  he  himself  acknowledges. 
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harmonize  with  the  facts  observed  upon  small  grains.  The  principle  of  the  com- 
putation is  to  equate  the  force  of  gravity  against  the  resistances  which  the  falling 
particles  have  to  overcome.  For  free  settling  particles,  he  gives  in  his  treatise 
three  formulas  to  represent  the  relation  between  the  diameter  of  the  grains 
and  the  rate  of  falling  in  water  for  irregular  shaped  grains : 

V=2.73  |/  D  (5 1)  for  roundish  grains, 

V=2.44  j^  D  (8 1)  for  average  grains, 

V=1.92  y^  D  (6 1)  for  flattish  grains, 

in  which  V  is  the  velocity  in  meters  per  second ;  D  the  diameter  of  the  particles 
in  meters ;  and  *  is  the  specific  gravity  of  the  mineral. 

From  the  formula  for  the  average  grains,  he  computes  the  ratio  of  the  diameters 
of  quartz  and  galena  particles  that  will  be  equal  settling  in  water.  Taking  the 
specific  gravities  as  given  in  Table  267,  for  quartz,  2.640,  and  for  galena,  7.586, 
and  using  his  formula  for  the  average  grain,  we  should  have: 

for  quartz,  V*=:5.9636  DiXl.64, 

for  galena,  V*=5.9536  D,X6.586, 
where  D^  is  the  diameter  of  the  grain  of  auartz  and  D,  is  the  diameter  of  the 
grain  of  galena.    For  equal-settling  particles,  we  equate  tiie  two  values  of  V, 
and  deduce: 

D,__6.686_ 

This  is  the  method  of  calculating  the  diameter  ratios  or  Bittinger's  multipliers 

for  various  minerals  referred  to  quartz  which  have  been  given  already  in  Table 

261. 

The  formula  given  by  Bittinger  is  that  of  a  parabola,  which  for  average 

particles  may  be  written: 

V»  V 

rr-=2.44(* — 1),  or  |^=C=a  constant  for  each  mineral. 

Beferring  to  the  curve  of  fastest  grains,  the  velocity  of  1-mm.  galena  is  352  mm. 
per  second.    Then  the  value  of  C  in  this  case  is : 

?5?>^=  123,904. 

Having  obtained  the  value  of  C,  the  various  values  of  V  may  be  found  by  sub- 
stituting various  values  for  D  in  the  equation    |r=123,904.    In  the  same  way 

a  value  of  C  is  found  from  the  curve  of  slowest  grains  of  galena,  as 

234X234     ^,  „^^ 
=54,756 

and  from  this  the  various  values  of  V  for  the  slowest  grains.  In  Fig.  289. 
a  and  b  are  the  actual  and  computed  curves  respectively  for  the  slowest  grains 
of  galena ;  v  and  d  are  the  same  for  the  fastest  grains.  It  will  be  seen 
that  the  actual  and  computed  curves  have  extremely  few  points  in  common. 
Similar  formulas  have  been  calculated  and  curves  plotted  for  all  the  minerals 
examined,  with  practically  the  same  results.  This  proves  that  the  parabolic 
formula  is  not  true  for  small  particles.  The  fact  that  the  parabolic  formula 
does  not  apply  to  the  slowest  grains  is  evident  from  an  inspection  of  the  actual 
curve  a  of  slowest  grains,  in  Fig.  289,  as  it  clearly  reverses  its  direction  of 
curvature  as  it  approaches  the  origin  of  coordinates. 
§  359.  Wagoner's  Formula. — ^Luther  Wagoner,  after  an  elaborate  series  of 
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experiments  upon  grains  below  1  mm.  in  diameter,  finds  that  the  parabolic 
iormula  does  not  apply  and  concludes  that  the  discrepancy  is  due  to  the  fact 
that  Kittinger's  formula  did  not  take  into  account:  (a)  the  adhesion  of  the 
molecules  of  liquid  to  each  other,  (6)  the  adhesion  of  the  liquid  to  the  immersed 
body,  and  (c)  the  temperature.  The  force  (6)  causes  the  moving  particle  to 
have  a  skin  of  water  adhering  to  it.  The  force  {a)  opposes  {h)  and  cuts  the 
skin  of  water  down  to  a  constant  minimum  thickness  for  each  velocity.    If  with 
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a  given  velocity,  the  skin  of  water  is  2  mm.  thick,  then  a  cube  of  quartz  20  mm. 
in  diameter  will  be  much  less  affected  by  it  than  one  which  is  1  mm.  in  diameter; 
for  in  the  first  case,  the  one  volume  of  quartz  will  be  accompanied  by  only  0.73 
volumes  of  water,  while  in  the  second  case  one  volume  of  quartz  will  drag  along 
with  it  124  volumes  of  water.  But  the  discrepancy  is  still  greater,  for  the  larger 
cube  falls  with  a  much  greater  velocity,  which  tears  off  more  of  the  water  skin. 

The  formulas  derived  by  Wagoner  in  this  early  paper,  conforming  to  the  re- 
versed curve,  are  not  here  given,  because  they  were  based  upon  a  different  scheme 
of  measuring  the  size  of  grains.  He  has,  however,  by  using  the  author's  figures, 
derived  a  formida  for  slowest  grains,  expressing  the  relations  between  the  diameter 
and  rate  of  fall  of  the  particles  as  follows : 

V=c  ■ 

where  V  is  velocity  in  mm.  per  second ;  D  is  the  diameter  of  the  particle  in  mm. 
and  a,  b  and  c  are  constants  for  each  specific  gravity,  having  values  as  shown  in 
Table  263.  He  points  out  that  the  mean  value  of  (a+6)  is  1.4156,  which  is 
almost  equal  to  V2,  but  is  unable  to  explain  it ;  and  further  states  that  if  tie 
relations  of  form,  surface  and  weight  to  the  diameter  were  known,  a  more  perfect 
formula  might  be  derived.  It  should  be  noted  that  in  all  his  work.  Wagoner  has 
simply  dealt  with  the  author's  figures  on  slowest  grains. 

§360.  Investigations  on  Fine  Grains. — On  moderately  fine  grains  the 
field  does  not  seem  to  have  been  so  thoroughly  explored.    The  author's  experi- 
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ments  in  no  case  extended  below  0.01  mm.  and  in  most  cases  not  below  0.1  mm. 
From  this  point  down  until  the  finest  particles  are  reached,  the  author  is  unable 
to  give  any  accurate  figures  showing  the  rate  of  settling.  Figures  which  are 
probably  approximately  true  may  be  obtained  by  extending  the  lower  ends  of  the 
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curves  for  fastest  and  slowest  grains  in  Fig.  287^  it  being  assumed  that  all  the 
curves  started  from  the  origin  of  coordinates.  For  want  of  definite  evidence, 
however,  it  seemed  best  not  to  do  this,  as  later  experiments  may  prove  that  the 
curves  do  not  continue  regularly  to  the  origin. 

On  the  behavior  of  finest  grains,  which  are  for  the  most  part  below  the  range 
of  microscopic  measurement,  that  is,  below  0.00025  mm.,  several  investigations 
have  been  made.  These  have  been  done  more  from  the  standpoint  of  the  geol- 
ogist,  to  determine  the  laws  of  sedimentation,  than  from  that  of  the  ore  dresser. 
The  grains  are  probably  finer  than  any  that  tne  ore  dresser  will  have  to  consider, 
but  the  author  has  thought  it  best  to  give  an  outline  of  the  more  important  work 
done,  in  order  that  the  reader  may  understand  the  new  forces  that  come  into  play 
in  the  settling  of  such  small  grains. 

J.  Thoulet^*  finds  after  experimenting  on  kaolin  and  foraminiferse  (chalk 
fossils),  which  were  so  fine  that  they  were  not  discernible  under  the  microscope, 
that  very  fine  particles  settle  at  a  practically  uniform  rate  in  the  same  ratio  as 
the  difference  of  density  between  the  solid  and  liquid;  that  at  and  below  23 ^C. 
fine  particles  remain  suspended  indefinitely  in  distilled  water;  that  above  23^C. 
the  rate  of  settling  in  distilled  water  increases  with  the  temperature;  that 
pressure,  up  to  12  atmospheres,  has  no  effect  upon  settling  fine  particles. 

Dr.  Barus***^  finds  in  regard  to  the  rate  of  settling  of  clay  and  tripolite  particles 
of  perhaps  0.00005  mm.  diameter  and  less,  that  some  may  be  so  fine  as  to  be 
held  up  for  years ;  that  the  velocity  of  settling  has  no  relation  to  the  viscosity 
of  the  liquid;  that  they  settle  much  more  rapidly  at  lOO'^C.  than  at  0**C.;  that 
they  settle  much  more  rapidly  in  solutions  of  acids  and  salts,  and  in  stronger 
than  in  weaker  solutions.  In  an  opaque  mixture  where  the  particles  are  nearer 
together,  they  settle  faster  than  in  a  translucent  mixture.  For  particles,  the 
diameter  of  whidi  was  estimated  to  be  about  0.0002  mm.,  the  velocity  of  settling 
in  distilled  water  at  16**C.  was  0.0000278  mm.  per  second  and  at  lOO'^C.  0.00055^ 
mm.  per  second. 

Some  experimental  results  showing  the  effect  of  salts  and  acids  upon  the  rate 
of  settling  are  given  under  'Testing*  in  Chapter  XXI. 

§  361.  Classification  by  Frbb  Settling. — The  practical  application  of  the 
principles  of  free  settling  for  the  purpose  of  obtaining  a  set  of  sorted  products, 
may  be  understood  by  referring  to  Fig.  290,  which  represents  the  relative  posi- 
tions in  vertical  columns  of  particles  of  two  specific  gravities,  ranging  from  a 
maximum  diameter  to  dust,  that  were  started  at  the  same  level  and  have  all  fallen 
the  same  length  of  time.  In  each  case  the  diameters  increase  downward,  but 
the  largest  grain  of  the  heavier  mineral,  for  example,  galena,  has  fallen  much 
farther  than  the  largest  grain  of  the  light  mineral,  for  example,  quartz. 

Thf»  distances  these  particles  have  fallen  in  a  unit  of  time,  may  also  represent 
velocities,  that  is  to  say,  the  velocity  of  a  rising  current  that  will  just  lift  them. 
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The  grains  above  g  will  all  be  lifted  by  a  current  ag  in  velocity ;  the  grains  above 
e  will  all  be  lifted  by  a  current  ae  in  velocity;  the  grains  above  d  will  all  be 

lifted  by  a  current  ad  in  velocity ;  the  grains 
above  c  will  all  be  lifted  by  a  current  ac  in 
velocity ;  the  grains  above  h  will  all  be  lifted 
by  a  current  ab  in  velocity.  If  then,  the 
grains  be  first  submitted  to  a  current  ae, 
second  to  ad,  third  to  ac  and  fourth  to  ah, 
we  shall  get  five  products,  the  grains  eg,  de, 
cd  and  be,  which  settle  in  the  four  currents 
respectively,  and  the  grains  ab,  which  rise  in 
the  last  current. 

We  further  notice  that  the  three  products 
he,  cd  and  de  are  true  sorted  products.  The 
galena  is  always  much  smaller  than  the 
quartz  in  each  case,  and  we  notice  that  this 
is  not  the  case  in  eg  or  in  ab,  the  two  end 
products,  neither  of  which  is  a  truly  sorted 
product.  The  product  ai),  differs  so  slightly 
that  it  is  usually  treated  as  a  sorted  product, 
but  ef  is  totally  different  and  requires  treat- 
ment adapted  to  its  peculiar  constitution. 

We  may  still  further  note  that  if  instead 
of  the  current  ae,  the  current  af  was  used 
first,  then  only  pure  galena  would  be  found 
in  the  product  that  settled  in  this  current. 
This  method  commends  itself  where  the 
heavy  mineral  is  of  very  high  specific 
gravity,  or  where  the  gangue  is  in  very  small 
per  cent  D.  W.  Brunton  reports  that,  using 
a  cone  hydraulic  classifier  (see  Fig.  246), 
with  three  cones,  fed  by  material  which  had 
passed  through  a  60-mesh  screen,  he  ob- 
tained a  first  spigot  product  as  rich  as  the 
best  jig  concentrates.  In  some  of  the  Lake 
Superior  copper  mills  a  highly  concentrated 
FIG.  290. — GRAPHICAL  RBPRE-  product  is  obtained  in  this  way  (see  Mill  48 
8ENTATI0N  OF  FREE  SET-  in  §306).  Likewise  in  a  chromite  mill  in 
TLiNG.  Newfoundland  the  first  spigot  of  the  classi- 

fier yields  the  best  product  in  the  mill  and 
its  amount  forms  a  considerable  proportion  of  the  total  concentrates.  Mill  5 
has  recently  put  in  a  hydraulic  classifier  (see  Pigs.  244/  to  244/i,)  to  treat  all 
the  tailings  of  the  mill  below  0.17  inch  (4.32  mm.)  which  formerly  went  to 
waste.     Tliey  report  a  considerable  saving  of  good  concentrates. 

Fig.  290  also  illustrates  the  relations  of  arsenopyrite  and  quartz,  and  blende 
and  quartz. 

BlBUOOBAPHT    FOB    CLASSIFIEBS    AND    THE    LAWS    OF    ClASSIFTINO    BT    FbEE    SeTTLINO    IN 

Water. 

1.  Bilharz,  O.,   (189«),  "Mech.  Aufbereitung,"  Vol.  I.,  pp.  11,  43,  57,  85.    Theory  of 

free  settlinff.     Bilharz  hydraulic  classifier.  '  Siphon  separator.    Altenberg  classifier. 
Bilharz  9p%telutte. 

2.  Gallon,  J.,  (1888),  "Mining,**  Vol.  IIi:,  pp.  47.  58.    Theory  of  free  settling.    Laby- 

rinth.   Pointed  boxes.    JSngis,  Thirion  and   Dorr   hydraulic  classifiers.    Siphon 
separator. 
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3.  Charleton,  A.  Q.,  (1884),  "Tin  Mining/'  pp.  16,  68,  69.    LAbyrinth.    Pointed  boitt. 

4.  Davies,  D.  C,  (1886),  "MeUl.  Min.  and  Mining,"  p.  363.    Free  settling  Telodties. 

6.  Davies,  E.  H.,  (1894),  "Mach.  Metal.  Mines,"  p.  266.    Free  settling  velocities.    By- 
draulic  classifier.    Pointed  boxes. 

6.  Eissler,  M.,  (1896),  "MeUllurgy  Gold,"  p.  162.    Pointed  boxes.    BpitsgUUte. 

7.  Eissler,  M.,    (1891),  "Metollurgy  Silver,"   pp.   225,  229.    Theory.    Pointed  boxes. 

Spitzlutte,    Cone  classifier. 

8.  Foster,  C.  LeN.,  (1894),  "Ore  and  Stone  Mining,"  p.  668.    Free  settling  velocities. 

Pointed  boxes.    Cone  classifier.    Lockhart's  tubular  classifier.    Siphon  separator. 

9.  Qaetzschmann,  M.  F.,    (1872),  "Aufbereitung,"  Vol.  IL,  p.  210.    Many  forms  oi 

classifiers. 

10.  Goupillidre,  Baton  de  la,  (1886),  "Exploitation  des  Mines,"  Vol.  II.,  pp.  725,  761, 

769.     Theory.     Siphon  separator.     Dor  and  BUttgenbach  hydraulic   classifieTB. 
Pointed  boxes. 

11.  Bunt,  R.,  (1884),  ''British  Mining/'  pp.  706,  748.    Theory.    Pointed  boxes.    Bodge's 

classifier.    Cone  classifier. 

12.  Kirschner,  L.,  (1899),  "Erzaufbereitung,"  Part  II.,  p.  47.    Pointed  boxes.    SpiUlutte, 

13.  Kunhardt,  W.  B.,  (1893),  "Ore  Dressing,"  pp.  43,  68.    Siphon  separator.    Pointed 

boxes.    Spitzlutte. 

14.  Lamprecht,  R.,  (1888),  "Kohlenaufbereitung,"  p.  63.    Several  classifiers  for  coal. 
16.  Linkenbach,  C,   (1887),  "Aufbereitung  der  Erze,"  p.  72.    Theory.    Pointed  boxes. 

16.  Lock,  A.  Q.,  (1882),  "Gold,"  p.  1064.    Labyrinth.    Pointed  boxes.    Spitgiutte. 

17.  Louis,  B.,  (1894),  "Gold  Milling,"  p.  327.    Pointed  boxes. 

18.  Rittinger,  P.  R.  von,  (1867),  "Aufbereitungskunde,"  pp.  166,  325.    Theory.    PoiBted 

boxes.    Spitzlutte.    Runs. 

19.  Ibid.,  (1870),  "Erster  Nachtrag,"  p.  18.    Theory. 

20.  Ibid.,  (1873),  "Zweiter  Nachtrag,"  p.  18.    Bpitzlutte. 

21.  Rose,  T.  K.,  (1894),  "Gold,"  p.  163.    Pointed  boxes. 

22.  Sparre,  J.  von,  (1869),  "Theorie  der  Separation."    Critieism  of  Biitinger's  theory. 

23.  Ulzer,  F.  and  Fraenkel,  A.,  (1898),  "Chem.  Tech.  Analy^"  p.  43.    Seh6ne's  tubolar 

classifier  for  the  mechanical  analysis  of  days. 


24.  Am.  Inat.  Mifi.  Eng.,  Vol.  V.,  (1877),  pp.  693,  604.  G.  ML  Rolker.  DeMription  of 
hog  trough  classifier  used  at  Lake  Superior  with  dimensions,  capacity  and  water 
us^. 

26.  Ibid.,  Vol.  VI.,  (1877),  p.  483.  J.  G.  F.  Randolph.  Dimensions  of  pointed  boxes 
used  at  Clausthal. 

26.  Ibid.,  Vol.  VIII.,   (1880),  p.  433.    H.  S.  Munroe.    Description  and  dimensions  of 

old  Lake  Superior  hog  trough  classifier  with  figures  on  capacity  and  water  used  by 
each  division. 

27.  Ibid.,  Vol.  IX.,  (1881),  p.  318.    R.  B.  Richards.    Description  of  small,  experimental 

spitzlutte  with  results  obtained  therewith. 

28.  Ibid.,  pp.  437,  438.    Ellis  Clark,  Jr.    Dimensions  of  pointed  boxes  and  deseriptioii 

of  Kittinger  epitziutte  used  at  Przibram. 

29.  Ibid.,  Vol.  XL,   (1883),  p.  231.    R.  B.  Richards.    Description  and  advantages  of 

the  Richards-Coggin  classifier. 

30.  Ibid.,  p.  321.    Albert  Williams,  Jr.    Recommends  the  use  of  bottom  discharge  tsnks 

for  settling  slimes  for  pan  amalgamation.    Their  advantages  over  those  which 
are  shoveled  out,  are  given. 
81.  Ibid.,  Vol.  XVIII.,    (1889),  p.  257.    B.   E.  Armitage.    Description  of  the  double 
cone  tubular  classifier  or  spitzlutte,  also  of  a  hopper-shaped  unwaterer. 

32.  Ibid.,  p.  644.    R.  B.  Richards  and  A.  E.  Woodward.    Curves  drawn  from  Rittinger's 

formula  for  free  settling  particles. 

33.  Ibid.,  Vol.  XXII.,  (1893),  p.  227.    O.  Bilharz.    Advantages  of  the  Bilhars  over  the 

Rittinger  spitzlutte. 

34.  Ibid.,  p.  647.    B.  S.  Munroe.    Description  of  the  Bvans  dassifier  with  its  mode 

of  action  and  advantages  over  other  hydraulic  classifiers. 

36.  Ibid.,  Vol.  XXIV.,   (1894),  pp.  80,  339.    F.  M.  F.  Casin.    Mathematical  discussion 

of  theory  of  settling  and  criticism  of  Rittinger's  formula  for  free  settling. 
86.  Ibid.,  p.  409.    R.  B.  Richards.    Results  of  tests  on  the  velocity  of  particles  falling 
in  water  under  free  settling  conditions. 

37.  Ibid.,  Vol.  XXVI.,  (1896),  p.  624.    C.  W.  Goodale.    Discussion  of  sizing  tests  and 

assays  of  jig  tailings,  showing  the  losses  resulting  from  poor  work  done  by  the 
Carkeek,  the  Evans,  the  Anaconda  and  other  hydraulic  classifiers. 
418.  Ibid.,  Vol.  XXVn.,  (1897),  p.  76.    E.  H.  Richards.    Results  of  tests  on  the  velocity 
of  particles  falling  in  water  under  free  settling  conditions. 


LAWS  OF  CLA88IF7mG  BY  FREE  BETTLINO  IN  WATER.  477 

39.  PM.^  Vol.  XXVIL,  (1897),  p.  249.    R.  H.  Richardf  and  C.  £.  Locke.    Results  of 

tests  on  a  surface  current  box  classifier. 

40.  n%d„  Vol.  XXVIII.,   (1898),  p.  225.    J.  E.  Johnson,  Jr.    Description  of  settling 

reservoirs  for  tailinss  of  ti&e  Longdale  Iron  Company. 

41.  Am,  Jour.  Science,  Vol.  XXXVII.,  (1889),  p.  121.    C.  Bams.    Discussion  of  results 

of  experiments  on  the  rate  of  settling  of  very  fine  particles. 

42.  Am.  Sac.  Civ.  Eng.,  Vol.  XXXVI.,  (1896),  p.  239.    £.  H.  Hooper.    Elaborate  article 

on  the  suspension  of  solids  in  and  the  movement  of  solids  by  a  horizontal  current 
of  water. 

43.  Ann.  des  Mines,  Series  V.,  Vol.  IV.,  (1853),  p.  143.    V.  Pemolet    Results  of  ex- 

periments on  velocity  of  particles  falling  in  water  and  air. 

44.  lUa.,  Series  VI.,  Vol.  XIX.,   (1871),  pp.  310,  342.    A.  Henrv.    A  general  article 

containing  some  theory,  also  taking  up  labyrinths,  pointed  boxes,  both  with  and 
without  hydraulic  water,  the  En^is  trough  classifier,  the  Dor  dassifier  and  the 
siphon  separator  used  at  Mechermch. 

45.  Ibid.,  Series  VII.,  Vol.  II.,  (1872),  pp.  285,  298.    A.  Henry.    Description  of  Rittin- 

ger  spitzlutte  used  at  Przibram  with  dimensions.    Dimensions  of  pointed  boxes. 
40.  IIM.,  Series  VIII.,  Vol.  V.,  (1884),  p.  507.    J.  Thoulet.    Results  of  experimenU  on 
the  falling  velocities  of  spheres  of  different  densities  and  sizes. 

47.  Ibid.,  Vol.  VII.,  (1885),  p.  521.    A.  Badoureau.    Mathematical  discussion  of  veloci- 

ties of  particles  falling  freely  in  water. 

48.  Ibid.,  Vol.  XIX.,  (1891),  p.  5.    J.  Thoulet.    Results  of  experiments  on  the  rate  of 

settling  in  water  of  very  fine  kaolin  below  the  range  of  microscopic  measurement. 

49.  Ibid.,  VoL  XX.,  (1891),  pp.  44,  52.    M.  Bellom.    Description  of  pointed  boxes  used 

at  Friedrichssegen.  Description  and  capacity  of  a  deep  pocket  V-box  hydraulic 
classifier,  of  the  Meinecke  hydraulic  classifier  both  new  and  old  form,  and  of  the 
Meinecke  concentric  spitzlutte. 

50.  Asa.  Eng.  Soc.,  Vol.  XVII.,   (1896),  ^.  73.    L.  Wagoner.    Mathematical  discussion 

of  the  velocity  of  particles  falling  m  water. 

51.  Berg.  u.  Hutt.  Jahrb.,  Vol.  XXXI.,  (1883),  p.  154.    K.  von  Reytt.    Enumeration  of 

apparatus  for  classifying. 
62.  Berg.  u.  Hiitt.  Zeit.,  Vol.  XXXII.,  (1873),  p.  21.    Meinecke.    Description  of  pointed 

box  without  hydraulic  water,  used  at  Clausthal. 
53.  Ibid.,  Vol.  XXXIII.,  (1874),  p.  153.    £.  Ferraris.    Mathematical  discussion  of  the 

veloci^  of  particles  falling  freely  in  water. 

64.  Ibid.,  Vol.  XL.,  (1881),  p.  432.    No  author.    Description  of  the  Qeyer  slime  settling 

apparatus. 

65.  Ibid.,  Vol.  XLV.,  (1886),  p.  477.    No  author.    Description  of  the  siphon  separator 

{heberwdache)  used  at  Mechemich  with  capacity,  water  used  and  results  obtained. 
5G.  Ibid.,  Vol.  LI.,   (1892),  p.  188.    No  author.    Description  of  the  Bilharz  epitzlutte. 

57.  Ibid.,  Vol.  LIIL,    (1894),  p.   168.    C.  BlSmeke.    Dimensions  of  pointed  boxes  in 

Domberg  and  Aurora  mill. 

58.  BuU.  Soo.  Ind.  Min.,  Series  III..  Vol.  VIII.,    (1894),  p.  532.    Ch.  Mouchet.    De- 

scription of  pointed  boxes  used  at  the  Vaucron  mill. 

59.  CaL  BuU.,  No.  6,  (1895),  p.  56.    £.  B.  Preston.    Description  of  the  Qates  hydraulic 

classifier. 

60.  Cal.  Rep.,  Vol.  VI.,  Part  II.,  (1886),  p.  92.    J.  M.  Adams.    Description  and  capacity 

of  a  hydraulic  classifier  in  the  form  of  pointed  boxes. 

61.  Can.  Min.  Inst.,  Vol.  I.,  Part  I.,  p.  30.    F.  Hille.    Description  of  Bilharz  spitzlutte 

used  in  a  gold  mill. 

62.  Can.  Min.  Rev.,  Vol.  XVI.,  (1897),  p.  308.    Copj  of  paper  by  Mr.  J.  Williams  in 

S.  Afr.  Min.  Jour,  on  the  use  of  burnt  lime  for  settling  slimes. 

63.  CoU.  Eng.,  Vol.  XVIL,  (1897),  p.  309.    H.  K.  Landis.     Illustration  of  the  Yeatman 

hydraulic  classifier. 

64.  Ibid.,  pp.  433,  486.    H.  Van  F.  Furman.    A  general  article  giving  description  of 

spitzkasten  or  pointed  box,  principles  of  settling  tanks,  discussion  of  various 
forms  of  spigots  and  descriptions  of  the  Fraser  &  Chalmers  deep  pocket  classifier, 
the  single  cone  classifier  made  by  the  Colorado  Iron  Works  and  the  Carkeek 
classifier. 

65.  CoU.  Guard.,  Vol.  LXVH.,  (1894),  pp.  592,  755.    Same  as  A.  I.  M.  B.,  Vol.  XXIV., 

pp.  80,  339. 

66.  Ibid.,  Vol.  LXXIIL,  (1897),  p.  822.    No  author.    Description,  dimensions,  capacity 

and  water  used  on  the  Wunderlich  coal  washer,  which  is  a  form  of  trough 
classifier. 

67.  Ibid.,  Vol.  LXXrV.,  (1897),  p.  781.    Same  as  Zeit.  B.  H.  u.  8.,  Vol.  XLV.,  p.  233. 

68.  Comptes  Rendus  Soo.  Ind.  Min.,  (1896),  pp.  113,  137.    P.  E.  Maurice.    Mathematical 

discussion  of  the  motion  of  solid  particles  in  a  liquid. 
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09.  Bngineering,  VoL  LVIII^  (18M),  p.  777.    No  author*    Deacriptioii  of  tlw  Ferraris 
hydraulic  classifier. 

70.  Bng.  d  Min.  Jour.,  Vol.  XXIL,  (1876),  p.  139.    No  author.    Description  of  Wengler 

and  Lowe's  pointed  boxes  using  hydraulic  water  with  figures  on  capacity,  water 
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one  above  the  other^  over  which  the  current  fiows  successively  from  bottom  to  top. 
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CHAPTER  Xlll. 

HAND  PICKING. 

Final  Separators,  which  include  hand  picking,  jigs,  vanners,  slime  tables, 
magnetic  separators,  etc.,  are  treated  in  Chapters  XIII.  to  XVIII.  inclusive. 

§  362.  Hand  Picking  is  the  process  of  separating  into  classes,  by  hand,  ores 
that  have  already  been  broken.  It  is  of  service  in  many  ways.  It  saves  rich 
ore  from  being  crushed  and  made  into  slimes.  It  saves  tiie  expense  of  dressing 
(and  in  some  cases  also  of  shipping)  waste  rock,  and  at  the  same  time  increases 
the  virtual  capacity  of  the  mill.  In  this  connection  it  is  especially  applicable 
to  ores  that  occur  in  such  narrow  veins  that  considerable  country  rock  has  to 
be  mined  with  them.  The  picking  out  of  wood,  rope  ends,  etc.,  is  sometimes 
adopted  to  rid  the  following  screens,  spigot  discharges,  etc.,  of  those  trouble- 
some stoppages  that  cause  so  much  derangement  of  mill  work.  Picking  is  often 
advantageous  as  relieving  the  concentrating  machines  of  some  of  their  most 
difficult  work,  for  example,  blende  may  l^  picked  from  chalcopyrite,  barite 
from  blende,  etc.  In  either  of  these  cases  the  two  minerals  are  so  nearly  equal 
in  specific  gravity  that  they  cannot  be  separated  by  the  concentrating  machines. 
In  like  maimer,  two  grades  of  concentrating  ore  may  be  made,  one  of  which  is 
easy  and  the  other  difficult  to  concentrate,  or  one  of  which  has  one  mineral 
prominent,  and  the  other  another.  In  Mill  17,  zinc  ore  is  picked  from  lead 
ore,  each  going  to  its  own  department  for  concentration. 

Sledging  and  Spalling. — ^When  the  large  lumps  of  mine  ore  are  broken  by 
hammers  weighing  say  10  pounds  or  more,  the  operation  is  called  sledging, 
whether  the  product  is  hand  picked  or  not  When  ore  that  has  alreadv  beoi 
selected  is  broken  down  to  2-  or  2i-inch  cubes  by  two-hand  long  handled  ham- 
mers weighing  from  2  to  5  pounds,  the  operation  is  called  spalling,  whether  or 
not  the  product  is  hand  picked.  It  will  be  seen  from  Tables  264  and  265  that 
sledging  or  spalling  accompanies  hand  picking  on  the  picking  floors  of  rock 
houses  of  Mills  5,  13,  14,  17,  46,  47  and  48. 

Cobbing  consists  in  hand  picking  accompanied  by  breaking  with  a  one-Hand 
hammer  weighing  2  to  4  pounds.  As  a  rule,  the  ore  shouldl)e  already  broken 
as  small  as  4  inches  in  diameter.  The  richer  the  valuable  mineral,  and  the 
more  easily  and  cleanly  it  cleaves  from  the  waste,  the  stronger  will  be  the  argu- 
ment for  cobbing,  since  it  produces  cleaner  products  than  machine  work,  and 
causes  less  loss  by  sliming.  It  will  naturally  produce  cleaner  products  than 
spalling.  Linkenbach  says  that  a  strong  boy  can  cob  165  pounds  (75  kilos) 
of  ordinary  sulphide  ore  per  hour,  making  Sfo  of  fines.  At  a  mine  in  Saxony, 
cobbing  set  aside  25%  of  the  material  from  further  treatment*'  Cobbing  is 
used  in  Mill  27,  but  as  a  rule  it  is  not  found  in  the  mills  of  this  country. 

Hand  Picking  Accompanied  by  Sledging. — In  regions  where  labor  is  not 
too  expensive,  hand  picking  with  sledging  may  be  resorted  to  witti  great  advan- 
tage, saving  the  expense  of  crushing  and  washing  the  richer  ore,  and  avoiding 
the  loss  in  slimes;  and  in  regions  where  ore  is  rich  and  concentration  by  machines 
is  unavailable,  hand  picking  with  sledging  must  be  used.  On  the  other  hand, 
in  localities  where  the  price  of  labor  is  high,  and  mill  work  is  available,  the 
tendency  is  to  abolish  the  sledge  almost  entirely,  and  to  use  large  breakers,  but 
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the  advantage  of  hand  picking  may  still  be  retained,  while  the  ore  is  being  fed 
to  the  bin,  Sie  rock  breaker,  tiie  rolls  or  the  stamps.  This  form  of  hand  pick- 
ing costs  so  little  per  ton  of  picked  ore  produced,  and  the  yield  can  be  so  easily 
compared  with  the  cost  of  getting  it,  that  it  is  commending  itself  to  mill  men; 
for  example.  Mills  30,  31,  42,  44,  46  and  48. 

General  Considesations. — Some  systematic  method  must  be  provided  of 
bringing  the  materials  to,  and  removing  them  from  the  pickers,  so  as  to  avoid 
wasting  their  time  and  energy. 

The  work  of  picking  should  be  inspected  to  see  that  it  is  properly  done. 

The  keener  sight  of  boys  makes  them  better  pickers  than  men,  but  the  latter 
are  required  for  inspection  and  responsibility  and  for  the  heavy  sledging  and 
spalling.  The  spalling  floor  and  the  hand  picking  house  should  both  be  well 
lighted.  If  hand  picking  must  be  done  at  night,  electric  lights  are  to  be  pre- 
ferred. The  natural  colors  of  the  minerals  show  better  by  the  light  of  the  arc 
lamp  than  by  other  artificial  lights.  Picking  by  night,  however,  is  undesirable 
and  should  not  be  resorted  to  if  it  can  be  avoided. 

In  most  cases  picking  will  be  best  done  upon  rock  freshly  rinsed  with  water. 
This  brings  out  the  colon  of  the  minerals  to  the  best  advantage,  and  it  also 
lays  the  dust.  Cases  often  occur,  however,  where  washing  preparatory  to  pick- 
ing is  impracticable. 

The  fines  are  usually  screened  out  before  hand  picking,  and  sometimes  the 
coarser  part  is  divided  into  two  classes.  The  more  nearly  uniform  the  size  of 
the  ore  particles,  the  easier  is  the  work. 

§  363.  Hand  picking  may  be  considered  in  the  order  of  the  places  where  it 
is  done,  namely,  in  the  mine,  at  the  rock  house,  or  in  the  mill. 

Picking  in  the  Mine. — Under  tMi»  heading  may  be  included  several  different 
ideas,  as  follows: 

Waste  for  Stowing. — ^The  separation  of  easily  distinguishable  barren  rock 
from  ore,  to  save  the  cost  of  hoisting  and  to  make  filling  for  the  mine,  may  be 
adopted,  but  it  does  not  appear  to  be  much  favored  in  this  country,  probably 
on  account  of  the  losses  of  ore  which  occur,  owing  to  poor  light,  limited  space 
and  the  difficulty  of  inspection.  In  Mine  24,  however,  25  to  50%  of  the  rock 
broken  is  left  in  the  mine  as  refuse.  In  Mine  12  a  small  amount  of  refuse, 
amounting  to  30  tons  a  year  from  a  daily  product  of  100  tons,  is  picked  out 
and  left  in  the  mine.  In  Mine  93  a  little  limestone  is  picked  out  in  the  open 
cut  At  Idria,  Austria,  whera  the  dressing  is  wholly  by  hand,  with  65,000  to 
70,000  tons  of  quicksilver  ore  hoisted  per  year,  3,600  to  4,000  tons  of  waste 
rock  are  left  in  the  mine  by  hand  picking.'^ 

Rich  Ore  for  Economy, — Pure,  soft  ores  that  are  easily  recognizable,  for 
example  galena,  may  be  selected  in  the  mine,  to  minimize  the  losses  due  to  attri- 
tion. This  is  done  at  Mines  26,  30,  31,  35,  54,  83  and  87.  In  Mine  31  this 
work  yields  about  2%,  and  in  Mine  35  about  25%  of  smelting  ore. 

At  Friedrichssegen,  Bhenish  Prussia,  sloping  gratings  with  50-mm.  squara 
holes  are  pla<^  in  the  ore  chutes  at  all  of  the  workings  in  the  mine.  As  tiie 
ore  passes  over  the  gratings,  clean  galena,  blende,  siderite  and  copper  ore  are 

ficked  out.  The  system  is  made  a  success  by  the  payment  of  small  bonuses.^* 
t  is  not  uncommon,  in  Europe,  for  the  miner  to  receive  a  slight  premium  foir 
selected  ora,  but  this  premium  is  not  so  large  that  he  is  tempted  to  devote  any 
of  his  time  to  spalling  or  true  dressing  to  the  neglect  of  mining.' 

Block  System. — ^The  valuable  and  refuse  minerals  may  be  so  distributed  in  a 

mine  that  a  species  of  block  system  may  be  adopted,  handling  ores  by  blocksi 

or  masses,  one  whole  stope  being  sent  to  the  smelter,  another  to, the  mill.    This 

method  is  adopted  in  Mines  38  and  42,  and  undoubtedly  in  many  others. 

For  purposes  of  management,  the  ore  from  various  shaft  sinking,  level  driv* 
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ing  or  stoping  operations  may  be  hoisted  and  stored  separately,  en  route  to  the 
mill  process.  By  this  method,  their  separate  valuation  by  mill  run  approves 
or  condemns  each  section  of  workings  in  the  ordinary  routine  of  busing*. 
Mines  and  Mills  59,  67  and  77  are  run  upon  this  principle.  Mill  59  is  pro- 
vided with  a  large  receiving  floor.  Three  tracks  are  brought  in,  11  feet  above 
the  floor,  on  trestles.  Under  each  track  are  four  compartments  or  dumping 
heaps,  making  12  heaps  in  all.  Each  heap  is  12  feet  lengthwise  of  the  track 
and  20  feet  wide.  Vertical  plank  partitions  are  placed  across  under  the  tracks 
between  the  heaps,  and  aisles  are  left  6  feet  wide  between  the  heaps  for  wheel- 
ing any  particular  parcel  of  ore  from  its  heap  to  its  stamp  battery,  thus  enabling 
the  mill  run  to  make  a  complete  test  of  the  value  of  the  stope  or  winze  from 
which  the  parcel  of  ore  came.  Mill  67  uses  five  bins  in  a  block  38  feet  long, 
16  feet  wicfe,  15  feet  deep  in  front,  the  bottom  sloping  up  45°  from  the  front. 
The  five  bins  have  a  total  capacity  of  225  tons.  The  contents  of  each  bin  is 
sent  by  itself  to  the  stamps;  and  a  complete  recqrd  of  the  yield  is  balanced 
against  the  cost  of  mining,  and  tells  the  profit  or  loss  from  the  treatment.  Mill 
77  has,  behind  each  stamp  battery,  a  bin  9  feet  long,  7  feet  wide,  10  feet  deep. 
The  mill  treats  custom  ores,  each  lot  of  which  is  dumped  into  a  particular  bin, 
and  the  ore  from  each  bin  is  treated  separately  throughout,  and  complete  returns 
made  thereof.     This  illustrates  the  method  adopted  in  custom  mills. 

Summary. — In  the  mines  visited,  the  author  finds  mine  sorting  carried  on 
as  follows:  In  Mines  24,  25  and  57  the  ore  is  sorted  into  concentrating  ore  and 
waste;  in  Mines  26,  39  and  87,  the  ore  is  sorted  into  smelting  ore,  concentrat- 
ing ore  and  waste;  in  Mines  1,  30,  31,  35,  40,  41,  54  and  83  the  ore  is  sorted 
into  smelting  ore  and  concentrating  ore;  in  the  mine  supplying  Mills  68  and 
82,  the  ore  is  sorted  into  silver  ore  and  gold  ore;  and  in  Mine  12,  the  ore  is 
sorted  approximately  into  pieces  larger  and  pieces  smaller  than  6-inch  cube  to 
be  treated  separately  in  the  mill.  In  all  of  these  cases  the  different  products  are 
hoisted  separately,  except  as  otherwise  indicated.  The  author  has  no  data  upon 
the  remaining  mines,  as  to  whether  or  not  any  sorting  is  done  below  ground. 

§364.  Hand  Picking  in  the  Rock  House. — The  rock  house  is  either  an 
addition  to  the  shaft  house,  or  a  separate  building  near  by.  It  generally  has  a 
track  for  bringing  the  ore  to  the  pickers;  a  grizzly  and  bin  for  screening  out 
and  receiving  the  fines ;  a  picking  floor  or  table  for  sorting  the  oversize  of  the 
grizzly;  and  tracks  for  removing  the  waste,  the  lump  ore  and  the  fines.  The 
material  subjected  to  picking  is  the  oversize  of  the  grizzly;  and  this  work  is 
done  either  on  large  spalling  fioors  with  the  aid  of  sledges,  drop  hammers,  etc. ; 
on  picking  tables;  on  the  grizzlies;  or  on  both  grizzlies  and  floor. 

Table  264  shows  that  picking  yields  shipping  ore  and  concentrating  ore  m 
1  rock  house;  shipping  ore  and  waste  in  2  rock  houses;  concentrating  ore  and 
waste  in  4  rock  houses;  shipping  ore,  concentrating  ore  and  waste  in  5  rock 
houses.  The  waste  from  the  rock  houses  of  Mills  65,  73  and  74  consists  simply 
of  wood  chips ;  and  as  a  certain  amount  of  gold  adheres  to  these,  they  are  burned 
and  the  ashes  worked  up  to  extract  the  gold.  Some  wood  is  also  picked  out  from 
the  stamp  mortars  of  these  mills  and  treated  in  the  same  way.  In  the  rock 
house  of  Mill  55,  10  to  15%  of  rich  smelting  ore  is  picked  from  the  chutes 
as  the  ore  is  loaded  on  cars.  In  rock  houses  of  Mills  46  and  47  the  quantity  of 
native  copper  picked  out  is,  respectively,  about  8%  and  30%  of  the  total  copper 
product,  and  the  quantity  of  waste  rejected  is,  respectively,  about  12%  and  10% 
of  the  rock  hoisted.  In  the  rock  house  of  Mill  48  about  7%  of  the  rock  hoisted 
is  rejected  by  hand  picking. 

At  most  of  the  gold  mines  on  the  Rand,  in  South  Africa,  where  the  ''reef  is 
often  po  narrow  as  to  require  the  mining  of  a  good  deal  of  waste  rock,  consider- 
able attention  is  given  to  removing  barren  quartzite  from  the  ore  ss  it  passes 
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through  the  rock  houses.  At  some  of  the  mines  the  ore  is  screened  into  three 
sizes,  the  fines  going  direct  to  the  mill,  while  the  two  coarser  sizes  are  hand 
picked.  The  good  ore  remaining  in  the  coarsest  size  is  th)en  crushed  and  sent 
to  a  grizzly,  the  oversize  of  which  is  again  hand  picked.    In  some  cases  as  much 


FIG.   291. — ^END  ELEVATION  OP  BOCK  HOUSE  OP  MILL  40. 


as  30%  or  even  40  or  60%  of  the  rock  hoisted  is  removed  by  hand  picking,  though 
Webb  and  Yeatman**  estimate  that  the  average  for  the  district  is  probably  from 
12  to  16%. 

The  rock  house  of  Mill  40  is  shown  in  Fig.  291,  where  a  is  the  receiving  car,  h 
the  grizzly,  c  the  bin  for  fines,  d  the  picking  floor,  e  the  car  for  removing  waste 
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no.   292. — SIDE  ELEVATION   Of  A  ORIPPLB  GREEK  ROCK   HOUSE. 


710.    29da. — ^EKD    ELEVATION    OF    COWEN-         FIG.   2936. — SIDE  ELB- 
HOVBN  TUNNEL  00.^8  ROCK  HOUSE  AT  VATION. 

ASPEN,   COLORADO. 


294. — OHOSS  SECTION  SKETCH  OF  0U8T0N  ROCK  HOUSE,  0U8T0N,  COLORADO. 
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or  lump  ore^  and  f  the  track  for  removing  the  fined.  A  section  of  a  Cripple 
Creek  rock  house  is  shown  in  Fig.  292.  The  receiving  car  a  has  been  turned 
90®  from  the  direction  of  the  track  on  which  it  comes  in,  6  is  the  grizzly,  c  the 
bin  for  fines,  d  the  picking  table,  e  the  car  for  removing  lump  ore  or  waste^ 
and  /  the  bins  for  the  various  grades  of  lump  ore.  The  rock  house  of  the 
Cowenhoven  Tunnel  Co.,  of  Aspen,  Colorado,  is  shown  in  Figs.  293a  and  2936. 
a  is  the  receiving  track,  6  the  grizzly,  c  the  bin  for  fines,  d  the  picking  floor,  e 
the  track  for  shipping  waste,  and  /  the  track  for  shipping  fines.  These  last 
two  designs  are  by  D.  W.  Brunton.  The  Ouston  mine  rock  house,  of  Ouston, 
Colorado,  shown  in  Fig.  294,  is  30X100  feet,  a  is  the  receiving  car,  b  the  pick- 
ing table,  c  the  working  fioor  for  barrows,  and  d  an  outside  platform  for  wheel- 
ing waste  to  the  dump  and  ore  to  the  cars.  The  contour  of  the  ground  is 
unfavorable  to  the  shipping  of  ore  from  both  sides,  which  the  design  contemplated. 
A  great  variety  of  designs  is  used.  The  rock  houses  at  the  Lake  Superior 
copper  mines  are  capable  of  handling  very  large  quantities  of  ore. 

TABLE    264. — HAND   PICKING    IN    ROCK    HOUSES. 


IS 

18 
14 
14 

40 

44 


Picked. 
Inches. 


Area  of 
Floor  or  Table. 


With  or  without 
Spelling  or  Cobbing 


Quality  of  Products. 


Deetinatlon  of  FrodootA. 


\a)2 


Floor  about  18x18  ft 


Wlthspalllng., 


jTMde,  IS  ftxS) 
{    feet  1  inch,     r 

Spaeioua 

D»Ule,lte8feet.i 


(a)  IH  Two  floors,  60x6  ft. 


Without 

WithspaUing.. 
Without. 


Without... 


(a)  9^ 
(a)% 

(a)8M 


47    (a)9K 


J  On  grisdv,  14  1 
1  ft.x8ft.$iin. 


Without.. 


(a)  4 
8-4 


Floor,  70x40  feet... 

Floor,  86x88  feet... 

Floor,  40x80  feet.. 

Grissly,  6x5  feet... 

Chute(?>.... 

llx-ft 


With  sledging. 


With  sledging.. 


With  sledging.. 


(a)l$40ngrlss]le8,1 


Without . 
Without. 

Without. 


Pyrite. 
Fyriteand 
Ditto  with 
Pure 

quarts. 
Arsenopyrite. 

Schist 

Pyrite  and  chalcopyrite 

Schist 

Clean  ore 
SpaUs.... 

waste 

Clean  ore. 

Waste 

Chalcopyrite,    bomite 

and  enargitA. 
Ditto,  with  blende 
Concentrating  ore. 
Waste 


To  add  works. 

To  copper  works. 

To  copper  electrolytic  prooeas. 

Flux  ore  for  reflneiy. 

Dumped. 

To  waste  dump. 

To  copper  worksi 

To  dump. 

To  acid  works  and  copper  amelter. 

T0grisily,9^inch. 


NuKgets  or  barrel  work 

Mill  rock 

Waste 


Mass     copper,  large 

lumps. 

Lump  rock 

FinestuiT 

Waste 

Large     lumps     and 

mass  copper. 
Small  mass  copper .... 

Lump  rock 

Waste 

Nuggets  or  barrel  work 

Large  pieces ... 

Lump  rock 

Waste 

Concentrating  rock. . . . 

Waste 

High-grade  ore 

Concentrating  ore 

Wood  chips 

Concentrating  ore 


To  add  works  and  copper  smelter. 

To  dump. 

To  copper  smelter. 

To  copper  smelter. 
To  mm. 
To  dump. 

To  smelter. 
To  breaker. 
For  wM»^iHyinr  land. 

To  drop  hanuner. 

To  two  sizes  of  breaker. 

To  miU  bin. 

To  dump. 

To  drop  hammer. 

To  steam  hammer. 

To  two  sizes  of  breaker. 

To  dump,  mostly  fit  for  bulldJni^ 

To  smelter. 

To  drop  hammer. 

To  two  sizes  of  breaker. 

To  dump. 

To  mill  bin. 

To  dump. 

To  smelter. 

T6miU. 

Burned  for  gold. 
To  breaker. 


(a)  Run  of  mine,  with  ore  finer  than  this  size  scroened  out 


§  365.  Hand  Picking  in  the  Mill  is  done  on  chutes,  grizzlies,  tables  or  floors. 
The  practice  is  shown  in  Table  265,  from  which  we  see  that  picking  yields  smelt- 
ing ore  and  concentrating  ore  in  8  mills;  smelting  ore  and  waste  in  5  mills; 
concentrating  ore  and  waste  in  4  mills;  and  smelting  ore,  concentrating  ore 
and  waste  in  4  mills.     In  4  cases  the  waste  consists  simply  of  wood  chips,  etc.. 
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lABLB  266. — ^HAND  PIOKINO  IN  THB  KIIX8. 


§ 


Pfoked. 


floor  or  Tibleu 


With  or  without 


QualltgroC  Frodiictt. 


iMtod 


Ob  tlw  graoDd*  • 

lOnbooraooBtlio 
I    ground. 

1Uilo,as9|ift.. 

Table 

Table ^... 


Wttboot. 


OrlBijrCe) 

floor,  iOKlOteet.. 


TUito,! 


Ifeei... 


Withipillliig. 

WlttMUtd)... 
Without  (f)...< 
Withipidlliif., 


IBqulUtenl  tri 
I  Angle. «  ft  aide. 

Tible.7Mfeet..... 

PioldngQhule 


BunoCmine 
BonoCminelPiokiivohiito.. 


BunoCmtaie|f1oor 
(a)l 

<5>W 


Itot 

(6)4 

(a)lM 
lMto4 


Picldiigehate(4). 

PMrtng  ohnte  (•)• 
ipfeUns  ohuto, 

OTliily,16Kl6inchei 

jPioldiig  ohute, 
1    sF^ilope. 

OngriBly,lizeft 

Rubber  belt,  flS  ft 
long,  86  in.  wide. 


WIthoobblng. 

Without 

WIthoDt 

(0 
Without 


1  Without 
•{Water  with 
(    rook. 

i  Without...., 


Water  fOd 
rook. 


inthont... 
[without. 


1  Purple  ooraper.. 
SGIialoopyrite.. 


aWeate. 


4  Zino  ore.. 
tWaite... 


ICaeanHmontte.. 
«Waete 


To 

To 

To  dump. 

Toaneliar. 

To 

To  dump. 


ILumpo 
SWeeCB.. 


1  Oonoentrating  ore.. 

8  Waste. 

i  Smelting  ore,  let 
S  "  "  Sd 
8  Oonoentrating  on, 

4  Waste , 

1  Riohore 

8  Waste. 

1  Clean  lead  ore..... 

9  OonoentratlDg  lead  ore. 
8  01eansino  ore, 

4  OoDceotratlng 
1  dean  galena. 

5  Clean  blende 

8  Oonoentniing  ore. 

1  Qray  oopper , 

8  Oonoentrating  ore. 


rainoore.  To 


8  Conoeotratlog  ore. 

IRIchore. , 

8  Oonoentrating  ore, 

IRIchore , 

8  Oonoentrating  ore. 

1  Rich  ore 

8  Concentrating  ore., 


Copper  nuggets  or  bar- 


work. 

8  Mass  copper 

8  Oonoentrating  rock.. 

4  Wood  ^pe. 

1  Mass  copper 

8  OoDcentratiDg  rock. . 

8  Wood  chips,  etc 

1  Concentrating  rock.. 

8Wood. 

lOoi 


SST;; 


1  Nuggets  or  barrel  work  To 
8  Concentrating  rook.      ~ 
8  Wood  ohipo,  etc. . . . . 

1  Rich  ore.VT. , 

8 OoDoentimting  ore.., 
1  Oonoentrating  ore. . 

8  Waste  ...7777;. 


To 

Broken  to  pass  through 
To  breaker. 
To  dump. 

To  fumaoes  for  spelter. 
To  oxide  fumaoes. 
To  breakers. 
To  dump. 
To  fumaoes  for 
To  dump. 
TO  furnaces. 
TO  lead  mill. 
Tofumaoea. 
lino  mill. 
To  smelter. 
Stored. 
To  breaker. 
To  smelter. 
To  breaker. 
To  smelter. 
To  rolls. 
To  smelter. 
TObresker. 
To  smelter. 
TobreakM*. 
To  smelter. 
To  steam  stamps. 
To  smelter. 


To  stamps  just  before  deaaupL 

To  stamps. 

Waste. 

To  stamps  just  before  dean  up. 

TO  stamps. 

Waste. 

To  stamps. 

To  waste. 

To  smelter. 

Returned  to  steam  stamp. 

To  smelter. 

To  stamps.' 

To  waste. 

To  smelter. 

To  breaker. 

To  breaker. 

To  dump. 


(a)  Run  of  mine,  with  ore  finer  than  this  sise  screened  out    (6)  Run  of  mine,  with  ore  ooarser  than  mil 

esoreenedout   (e)  10  feet  8  inohes  kmg  by  18  f eet  wide,    (d)  About  10  feet  k»g,  4  feet  wide  at  top,  1  fiKit 

wide  at  bottom.   (a)8  feet  8  inoheskingri  feet  8  inches  wide  at  top^TMInoheswiae  at  bottom;  stopeSinobei 


to  1  foot,  or  88*  87*. 


which  would  be  troublesome  in  the  mill.  In  some  of  the  mills  two  grades  of 
concentrating  ore  or  of  smelting  ore  are  produced.  In  addition  to  the  cases 
shown  in  Table  265,  native  silver  is  separated  from  native  copper  in  Mills  44, 
46,  47  and  48.  The  material  treated  is  the  washed  residue  from  the  steam 
stamp  mortars  larger  than  -f^  inch,  and  skimmings  from  the  No.  1  roughing 
jigs  between  f^  and  -^j  inch.  At  Mill  27  about  10%  of  all  the  concentrates 
is  obtained  by  hand  picking.  In  Europe,  where  more  attention  is  given  to 
hand  picking  than  in  this  country,  a  large  number  of  products  is  sometimes 
produced:  for  example,  at  Freiberg  fifteen  different  products  are  made." 

§  366.  Size  of  Ore. — An  idea  of  the  sizes  that  are  hand  picked  in  American 
and  European  mills  may  be  obtained  from  Tables  264,  265  and  266.     Tlie  over- 
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size  of  tbe  coarse  grizzliee  often  contains  lumps  9  indies  in  diameter  or  even 
larger.  There  is  very  little  picking  of  sizes  smaller  than  4  inch.  It  will  be 
seen,  however,  that  there  is  a  great  variation  in  the  lower  limit  of  size  below 
which  hand  picking  ceases;  and  it  would  appear  impossible  to  assign  a  limit 
above  which  picking  may  be  profitable,  and  below  whidi  it  will  not  be  so.  Each 
manager  must  decide  this  for  his  own  mill.  It  will  be  further  noticed  that  in 
a  number  of  instances  the  picking  of  all  uzes  mixed  is  resorted  to  with  profit. 
However,  while  this  is  proper  in  some  cases,  it  is  not  in  general  to  be  recom- 
mended,  since  the  eye  and  mind  cannot  easily  follow  large  and  small  pieces  at 
the  same  time,  and  the  result  is  therefore  less  complete. 


TABLB  266. — SIZES  OF  ORE  HAND  PICKED  IN  EUBOPBAN  MILLS. 


Plaoe. 


81160  Picked.    Inches. 


AnevBfd.] 
Otenethailv 


XMte.FniioeM. 


FHedrich— gwi,  Bli 
l«iireobnraMm-iiin  f  gfthn**^ 

Liithentha,  Han  Monntainei** 

Maiern,  Austria** 

Pnfbnun*  Bobemia* ...••. 

Bamabeck,  WestpliaUa  >*  (DOrnberg  and  Aurora  Works)! 
ftduilenberjr.  Hars  Mountains^**. 
Wein»  Btaenisli  Pru«ia^« , 


1.9  (a)L 

1  j»  to  iL4!  ar  to  iJB;  as  to  0.7. 

1.4  ia)\  1.4  to  S;  1 J  to  1.4;  1  to  1.4;  OS  to  1.8;  as  to  OS. 

9.6(a);  1.4toSJ;  a«tol.4. 

a.8  (a):  1.9B  to  &t:  aS  to  IJOw 

1.8  to  ft:  ltol.8;Oi0tol.a 

2.  4  to  aS:  UBS  to  8L4;  ass  to  IJB;  0.d  to  aSB^ 

l.S(a);  08  to 8.4;  OStoOa 

2.4  (a):  as  to  8.4. 

i\ja)\  IJitoS;  O.StolJ;  aStoCa 


Ca)Bim  of  mine  with  sises  flnur  than  this 


§  367.  The  Cost  of  Hand  Picking  depends  on  the  percentage  that  is  picked 
ou^  the  size  of  the  ore^  the  ea^e  with  which  the  different  minerals  can  be  dis- 
tinguished, the  mechanical  facilities  and  the  price  of  labor.  The  labor  re- 
quired is  generally  the  cheapest  about  the  mill.  Hatch  and  Chalmers^  state  that 
the  average  cost  of  hand  picking  on  the  Band  in  1895  was  about  14  cents  per 
ton  picked  out,  while  figures  quoted  by  them  show  that  the  average  cost  of 
stamp  milling  in  11  mills  was  $1.10  per  ton,  and  the  average  cost  of  cyaniding 
the  mill  tailings  in  9  mills  was  $1.24  per  ton ;  showing  that,  by  picking  out  the 
waste  instead  of  sending  it  all  to  the  mills,  there  was  an  average  saving  of  about 
$2.20  per  ton  of  waste  picked  out,  beside  the  cost  of  transporting  from  the  rock 
houses  to  the  mills.  The  native  laborers  employed  for  this  work  receive  only 
$0.50  per  day,  but  there  would  be  a  large  saving  even  if  the  price  of  white 
labor  was  paid  ($3.00  to  $3.50  a  day).  As  an  illustration  of  the  relative  value 
of  the  waste,  the  annual  report  of  the  Geldenhuis  Deep  mine  for  1897  states 
that  the  average  assay  of  the  hand  picked  waste  (amounting  to  9.7%  of  the 
ore  mined)  was  $1.16  per  ton,  while  the  assay  of  the  final  tailings  after  passing 
through  the  stamp  mill  and  cyanide  works,  was  $1.08  per  ton.  At  the  Ferreira 
mine,  the  hand  picked  waste  (amounting  to  31.9%  of  the  ore  mined)  assayed 
less  than  the  final  tailings  from  the  cyanide  plant.* 

Table  267  gives  estimated  costs  of  picking  galena  of  different  sizes  when  the 
ore  passes  automatically  in  front  of  the  pickers.  Where  the  larger  sizes  are 
picked  on  floors  instead  of  on  belts  or  revolving  tables,  the  quantities  stated  in 
the  table  are  probably  too  high  and  the  cost  too  low ;  and,  moreover,  the  picker 
would  probably  become  exhausted  when  picking  6-inch  cubes  at  the  rate  indi- 
cated. The  table,  however,  has  its  value  as  showing  how  rapidly  the  quantity 
diminishes,  and  the  cost  per  ton  increases,  as  the  size  of  the  individual  particle 
diminishes.  Estimates  for  other  minerals  can  easily  be  made :  for  example,  in 
picking  quartz  tbe  quantity  would  be  |||  times  that  in  the  table  for  any  size, 
and  the  cost  per  ton  would  be  W  times  that  given  in  the  table,  2.6  and  7.5 
being  the  specific  gravities  of  quartz  and  galena  respectively. 
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TABLB  267.-^B8TIKATED  OOBT  OF  HAND  PICKING  GALBNA. 


T2S'o?A22.'' 

BeooDdaBeqnlrad 
to  Pick  one  Lump 

Wefcht  of  GAlena 
Picked  in  Ten  fiour& 

Cost  per  lyn  Picked 

Out.^scesst8lX» 

forTte  Houn. 

Potmda. 

Pounds. 

6-fiicli  cubes. 

68.46 

48 

60,100 

•0.040 

6      **         ** 

88.88 

84 

60,750 

O.088 

A           »»                  1* 

17.881 

18 

61,970 

0.088 

8     **         '*        .        . 

7.806 

68,680 

0.088 

J       u           ». 

8.16S 

86,880 

0.077 

\\i  "         "      

0.0184 

16,448 

0.181 

J      t»         It 

0.87081 

0,748 

o.n6 

,;-    "  ::::::: 

0.11481 

4,118 

0.480 

0.08888 

1818 

1.848 

§  368.  Picking  Tables. — ^There  are  five  classes  of  picking  tables  in  use:  (1) 
stationary  horizontal  tables;  (2)  stationary  sloping  chutes;  (3)  shaking  tables; 
(4)  belt,  rope  or  plate  conveyors;  and  (5)  revolving  circular  tables.  Station- 
ary,  horizontal  tables  may  be  fed  automatically  or  by  barrow,  but  they  are  dis- 
charged by  hand.  Sloping  tables  or  chutes,  are  fed  automatically  and  may  be 
discharged  automatically.  Tables  of  the  three  remaining  classes  are  fed  and 
discharged  automatically. 

Stationaby  Tables,  on  which  the  ore  rests,  are  borizontal  or  nearly  so.  They 
are  generally  long  and  narrow,  with  a  tank  at  one  side  for  cleaning  the  ore 
before  it  is  shoveled  to  the  table.  The  rinsing  is  sometimes  done  on  the  table 
with  a  hose.  They  have  a  track  for  barrow  or  car  for  bringing  the  ore,  and 
have  means  for  disposing  of  the  various  products  by  boxes,  hoppers  or  chutes. 

The  table  used  at  Mine  13  (Fig.  295)  is  12  feet  long,  3  feet  1  inch  wide,  with 
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FIG.  295. — cross  section  OP  washing  box  and  picking  TABLB  AT  MILL  13. 

a  tank,  A,  on  one  side,  which  has,  an  inch  or  two  below  the  surface  of  the  water, 
a  horizontal  plate  perforated  with  J-inch  holes,  on  which  the  ore  is  dumped  and 
rinsed,  and  from  which  it  is  shoveled  to  the  table,  B,  for  the  pickers.  The  table 
slopes  toward  the  tank  1^  inches  per  foot  (7**  8')  for  drainage.  Four  pickers 
sit  in  a  row  upon  tha  seat,  C,  which  consists  of  a  plank  supported  by  brackets. 
They  pick  poor  rock  into  wheelbarrows  behind  them,  and  scrape  the  good  ore 
into  the  hopper  beneath,  which  discbarges  by  a  gate  into  a  car  on  the  floor  below. 
It  would  be  easier  for  the  pickers  to  deliver  the  ore  forward  rather  than  back- 
ward, but  no  convenient  way  of  doing  this  seems  to  have  been  found.  In  cold 
weather  the  pickers  are  warmed  by  exhaust  steam  which  passes  through  pipes 
over  the  table,  thence  beneath  the  seat,  and  finally  through  the  washing  tank. 

Mine  14  uses  a  table  somewhat  similar  to  the  above,  12  feet  long,  3  feet  wide, 
2^  feet  high,  ^t  the  side  of  which  is  a  waebing  tank  5  feet  long,  7  feet  wide,  1 
foot  deep.  The  pickers  sort  the  good  ore  into  boxes  and  scrape  the  waste  into 
a  hopper  beneath  the  table. 

At  Mill  12,  the  picking  tables  are  25  feet  long,  3  feet  wide,  with  the  picking 
surface  made  of  old  trommel  screens,  to  drain  the  ore.  Alongside  of  each  is  a 
rinsing  table,  20  feet  long,  2  feet  wide,  sloping  1  inch  per  foot,  made  up  of 
five  cast-iron  plates,  1  inch  thick,  perforated  with  round  holes,  f  inch  in  diam- 
eter for  No.  1  table  and  f  inch  for  No.  2.  Under  the  plate,  to  catch  the 
water  and  fines,  is  a  tank  extending  beyond  the  plate,  leaving  an  open  space 
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from  which  water  may  be  dipped  by  bucket.  The  ore  is  shoveled  on  the  rins- 
ing plate  and  washed  either  with  bucket  or  hose^  according  to  whether  the  tank 
is  full  of  water  oi*  not.  The  ore  is  then  shoveled  to  the  picking  table.  Boys 
pick  the  three  grades  of  good  ore  into  boxes,  and  scrape  the  waste  to  the  floor, 
from  which  it  is  later  wheeled  to  the  dump.  The  fines  from  the  tank  go  to 
the  jigs. 

At  Mill  27,  a  table  7  feet  long,  4  feet  wide,  sloping  3**  50'  from  end  to  end, 
is  used.  On  each  side  is  a  ledge  8  inches  wide  and  3  inches  high,  on  which  are 
old  Blake  breaker  toggles,  which  serve  as  pounding  blocks  for  cobbing.  The 
run  of  mine  is  raked  along  the  central  trough,  which  is  32  inches  wide,  while 
men  stand  at  the  sides  and  cob  the  ore.  It  yields  smdting  ore  to  a  bin  and 
concentrating  ore  to  a  breaker. 

Mill  19  hi^  a  fixed  picking  table  in  the  form  of  an  equilateral  triangle,  6  feet 
on  a  side. 

Picking  Chutes^ — ^In  Mill  30  there  are  18  picking  chutes,  each  4  feet  6 
inches  long,  32  inches  wide,  26  inches  deep,  sloping  39°,  with  checks  in  them  to 
control  the  flow  of  ore,  and  seats  on  which  the  pickers  sit  over  the  chutes.  The 
whole  contents  of  a  large  store  bin,  with  run  of  mine  which  has  been  through  a 
Blake  breaker,  passes  automatically  before  the  pickers,  who  pick  out  clean  smelt- 
ing ore  and  toss  it  into  a  bin.  The  rest  of  the  ore  goes  automatically,  by  a 
plate  conveyor  and  elevator,  to  the  rolls.  The  men  are  paid  so  much  per  ton  on 
the  product  picked,  provided  it  assays  up  to  the  standard.  This  is  a  most  simple 
device  for  inviting  the  picker  to  get  high  quantity  while  holding  him  to  good 
quality.  About  ^%  of  the  concentrating  ore  is  thus  picked  out.  In  Mill  31, 
about  1|%  of  the  concentrating  ore  is  picked  out  as  it  passes  from  bin  to  breaker. 

Mills  44,  46,  47  and  48  all  have  picking  chutes  6  to  10  feet  long,  sloping  20** 
to  30**,  narrowing  toward  the  lower  end,  on  which  the  rock  is  easily  nushed, 
with  the  aid  of  wetting,  from  the  bins  to  each  steam  stamp.  Rich  *T)arreF' 
copper  is  picked  out  to  be  sent  to  the  furnace;  and  a  second  grade  of  rich  cop- 
per rock  is  saved,  to  be  fed  to  the  stamp  during  the  last  half  hour  before  chang- 
ing a  shoei  Chips  of  wood^  rope  ends,  etc.  are  also  picked  out,  while  the  rest 
goes  direct  to  the  stamp. 

An  automatic  slate  picker,  consisting  of  a. chute  with  a  specially  designed 
slotted  bottom,  is  used  for  cleaning  coal.  It  operates  by  virtue  of  the  flat  shape 
of  the  slate." 

§  369.  Shaking  Tables. — ^Bartlett's  picking  table  is  an  inclined,  flat  table, 
divided  into  a  number  of  conveying  troughs  by  longitudinal  partitions,  and 
receiving  a  lengthwise  shlELking  motion  from  eccentrics.  The  table  is  inclined 
about  1  inch  in  9  inches,  or  siifficiently  to  cause  the  ore  to  move  down  the  slope. 
A  screen  at  the  upper  end,  with  0.25-inch  holes  and  a  spray  pipe  for  wash  water, 
removes  the  fines;  a  wide  central  conveying  trough  brings  the  rock;  and  three 
narrow  troughs  on  each  side  receive  three  qualities  of  picked  material.  These 
troughs  extend  from  the  screen  at  the  upper  end,  the  whole  length  of  the  table, 
and  deliver  the  various  products  into  separate  bins.  The  table  is  18  feet  long, 
4  feet  4  inches  wide,  and  moves  back  and  forth  on  rollers,  200  times  a  minute, 
a  distance  of  2  inches.  The  table  treats  5  to  10  tons  per  hour,  and,  with  breaker 
and  elevator,  the  cost  of  treatment  was  15  cents  per  ton.** 

Belt,  IU)pb  and  Plate  Conveyors  are  endless  belts  passing  over  two  drums, 
with  means  of  taking  up  the  slack  and  of  supporting  tne  two  horizontal  parts 
of  the  belt.  The  belts  are  made  of  rubber,  of  steel  plates  or  pans,  and  some- 
times of  rope  matting,  of  wire  cloth,  or  of  wire  matting.  Pickers  can  stand  on 
each  side  and  pick  into  either  boxes  or  barrows,  or  into  a  central  trough  upon 
the  belt.    For  detailed  description  see  §  627. 

In  Mill  92,  a  chain  plate  conveyor,  25  feet  long  between  centers  of  drums, 
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and  35  inches  widey  was  formerly  used.  It  was  divided  longitudinally  into  three 
parts  by  two  iron  fins  on  each  plate.  The  center  part  was  10  inches  wide,  each 
side  part  12  inches  wide.  It  traveled  32  feet  per  minute.  The  ore  was  fed  to 
the  two  side  parts^  and  the  waste  picked  into  the  center  part  by  one  or  two 

men.  The  two  side  parts  de- 
livered to  a  double-jaw  breaker 
and  the  center  by  a  chute  to  the 
waste  dump.  This  plate  conveyor 
has  been  replaced  by  a  rubber  belt, 
from  which  waste  is  now  picked 
off. 

A  plate  conveyor  has  been  used 
for  coal,  of  such  form  that  the 
waste  can  be  picked  from  the 
upper  part  of  the  belt  and  put 
upon  the  lower  part.  Each  pBirt 
delivers  its  product  automati- 
cally.* 

A  Bevolviko  Circulab  Table 
has  an  annular  picking  surface, 
upon  which  the  ore  is  fed  from  a 
chute  and  from  which,  after  the 
circuit  is  completed,  all  that  has 
not  been  picked  off  is  automatic- 
ally removed  by  a  fixed  diagonal 
scraper.     Fig.  296  shows  a  table 
having  an  outer  diameter  of  11 
feet  6  inches,  with  the  picking 
surface,  d,  26  inches  wide.     It  is 
supported    on     nine    horizontal 
arms,  c,  radiating  from  a  central 
hub,  h,  which  is  keyed    to    the 
vertical  shaft,  a.    These  arms  are 
supported  mainly  by  the  rods  f. 
Around  the   inner  margin  is  a 
raised  border  e,  5.3  inches  high, 
which  prevents  ore  being  knocked 
off  the  inner  edge.     The  table  is 
driven  by  the  worm  gearing  a^,  a^ ; 
and  requires  only  about  0.1  horse 
power.'^  •»*  1'    The  ore  fed  at  h 
is  rinsed  with  water  from  the  pipe 
k.     The  pickers  stand  round  the 
table  and  throw  either  waste  or 
rich  ore,  as  the  case  may  be,  into 
the  hopper  I;  and  what  remains 
on   the  table    is    delivered  into 
the  chute,  m,  by  a  scraper  not  shown  in  the  figure.     Another  method  is  for  each 
boy  to  pick  into  a  box  by  his  side.     Assays  of  the  products  obtained  by  the  last 
picker  will  show  whether  the  picking  is  carried  too  far  or  not  far  enough.    The 
surface  of  the  table  is  either  wood  or  plate  iron.     When  the  latter  is  used  it 
may  be  perforated  to  drain  off  the  rinsing  water,  or  the  table  may  slope  gently 
toward  the  edge  so  that  the  water  will  run  off  into  a  launder.     The  rinsing, 
however,  is  sometimes  done  before  the  ore  reaches  the  table. 
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In  the  Band  district^  South  Af  rica,  circular  tables  are  used  which  consist  of 
an  annular  picking  surface  25  to  30  feet  outside  diameter  and  without  any  cen- 
tral construction^  the  table  being  supported  on  rollers  beneath  as  shown  in  Fig. 
297.  It  is  driven  by  bevel  gearing  oeneath.  Pickers  stand  inside  as  well  as 
outside  of  the  table.  This  construction  is  used  instead  of  that  shown  in  Fig. 
296  on  account  of  the  large  diameter.  Boilers  fastened  to  the  under  side  of 
the  table  and  running  on  a  fixed  rail  have  been  tried^  but  were  given  up  because 
pieces  of  rock  fell  on  the  rail  and  caused  trouble. 

An  intermittent  motion  has  been  applied  to  round  tables,  by  means  of  a  ratchet 
and  pawl^  because  a  imif orm  speed  of  revolution  tends  to  make  the  pickers  dizzy.'* 

The  Speed  of  the  moving  tables,  in  practice,  appears  to  vary  from  15  to  40 
feet  i)er  minute.  The  more  pickers,  or  the  less  material  to  be  picked  out,  the 
higher  may  the  speed  be. 

§  370.  SuMMAKY. — Of  the  plants  visited  by  the  author,  two  (13  and  14)  have 
stationary  picking  tables  in  the  rock  houses;  four  (4,  12,  19  and  27)  have  sta- 
tionary tables  in  the  mills;  seven  (30,  31,  44,  46,  47,  48  and  65)  have  picking 
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chutes;  seven  (5,  44,  48,  65,  73,  74  and  82)  pick  on  fixed  grizzlies;  one  (42) 
picks  on  a  vibrating  grizzly,  and  one  (92)  picks  on  a  rubber  conveying 
belt  Of  the  22  instances  here  noted,  14  pick  on  chutes  or  grizzlies,  showing 
that  it  is  more  common  to  sacrifice  height  than  to  install  the  mure  complex 
conveying  belts.  In  many  of  these  instances  the  fall  was  necessary  for  other 
reasons,  and  these  simple  designs  are  found,  in  these  cases,  to  serve  as  well  as 
the  moving  tables.  The  chief  argument  in  favor  of  tables  is  that  they  furnish 
picking  facilities  without  loss  of  height 

Comparisons. — ^Moving  tables  are  discharged  automatically,  while  stationary 
horizontal  tables  must  be  discharged  by  hand.  When  more  than  one  mineral  is 
to  be  picked  out,  moving  tables  have  the  advantage  that  each  picker  selects  only 
one  grade,  and  therefore  does  better  work ;  but,  on  the  other  hand,  some  mana- 
gers prefer  to  have  a  single  picker  do  all  of  the  work  on  any  batch  of  ore,  because, 
that  fixes  the  responsibility,  and  in  such  cases  fixed  tables  must  be  used.  The 
fixed  tables  have  the  further  advantage  that  they  cost  much  less.  Of  the  mov- 
ing tables,  the  circular  form  shown  in  Pig.  296  is  much  simpler  and  cheaper 
to  construct  than  the  belts. 
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CHAPTER  XIV. 

JIOS. 

§  371.  Pbinciple,  Pubposs  and  Definitions. — The  work  of  hydraulic  jigs 
depends,  as  a  rule,  upon  the  action  of  two  currents  of  water,  an  upward  and  a 
downward,  alternating  with  each  other  in  quick  succession,  upon  a  bed  of  sand 
supported  by  a  screen.  Sands  of  two  or  more  specific  gravities,  during  the  up- 
ward movement,  called  pulsion,  arrange  themselves  according  to  the  law  of 
hindered  settling  (see  §466).  During  the  downward  movement,  called  suction, 
small  grains  wherever  they  are  free  to  do  so,  move  downward  through  the  inter- 
stices between  the  large  grains.  In  continuous  jigs  there  is  generally  also  a 
surface  carrying  current  which  serves  to  transport  the  lighter  grains  forward 
until  they  are  discharged  over  the  tail ;  sometimes  this  is  done  by  a  mechanical 
device. 

The  machines  to  be  described  under  this  heading  are  of  two  classes:  jigs  with 
movable  sieves,  which  obtain  the  currents  by  pubhing  the  sieve  up  and  down  in 
the  water,  either  by  hand  or  by  power ;  ana  jigs  with  fixed  sieves  in  which  the 
currents  of  water  are  produced  either  by  a  plunger  or  by  a  stream  of  hydraulic 
water  brought  from  a  hydrant  into  the  hutch,  that  is,  the  space  beneath  the 
sieve,  or  by  both.  The  fixed  sieve  jigs  are  by  far  the  more  common.  This 
hydraulic  water  acts  to  modify  both  pulsion  and  suction.  Its  increase  adds  to 
the  former  and  diminishes  the  latter.  It  may  be  increased  to  an  amount  that 
will  stop  suction  altogether;  this,  however,  is  more  a  theoretical  idea  than  a 
practical  method,  on  account  of  the  large  amount  of  water  required  to  accomplish 
the  result.  If  on  the  other  hand,  the  hydraulic  water  is  reduced  to  zero,  then 
suction  is  increased  to  the  maximum  and  suction  equals  pulsion. 

The  jigs  have  proved  the  most  valuable  concentrators  yet  devised  for  all  the 
coarse  products  and  they  succeed  also  upon  comparatively  fine  products,  but 
have  never  been  used  to  advantage  for  slimes.  For  this  reason  there  is  only  one 
instance  where  they  are  used  in  gold  stamp  mills — ^in  Mill  66,  where  they  are 
reported  to  be  run  successfully.  They  can  be  used  in  the  separation  of  two, 
three  or  four  minerals,  for  example,  quartz,  blende,  pyrite  and  galena.  The 
coarse  jigs  can  be  used  to  save  clean  lump  ore  and  to  send  the  lumps  of  included 
grains  to  the  crushers  to  be  recrushed.  The  fine  jigs  can  be  used  to  yield  pure 
heads,  middlings  for  recrushing  and  washing,  and  tailings  clean  enough  to 
throw  away.  The  feed  to  jigs  may  be  sized  products,  sorted  products,  or  natural 
products.  Jigs  are,  as  a  rule,  final  washers,  that  is  to  say,  among  the  products 
which  they  turn  out  are  one  or  two  finished  products — ^heads,  or  tailings,  or  both. 
Besides,  tiiey  generally  yield  one  unfinished  product  which  may  be  either  the 
heads,  the  middlings  or  the  tailings,  according  to  the  method  of  running. 

The  products  of  a  jig  are  designated  as  follows:  (1)  Tailings,  which  form 
the  top  layer  and  are  either  skimmed  off  the  top  intermittently  by  hand,  or  are 
carried  over  the  tail  continuously  by  the  canning  current     (2)  Coarse  con- 
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centrales,  which  form  the  heavy  or  lower  layer  upon  the  sieve,  and  are  composed 
of  grains  too  coarse  to  go  through.  These  may  be  removed  intermittently  by 
skimming,  or  continuously  by  devices  called  discharges.  (3)  Hutch  prodiici, 
the  "Hutch"  or  fine  concentrates,  is  the  part  which  goes  through  the  sieve.  It 
is  discharged  intermittently  by  shoveling  or  by  a  gate,  or  continuously  by  a  run- 
ning spigot  or  by  an  elevator.  A  jig  may  be  run  to  make  any  two  or  all  three 
of  the  preceding  products.  Before  taking  up  the  details  of  jigs,  the  following 
definitions  will  be  given  of  three  terms  as  they  will  be  used  by  the  author:  The 
bottom  bed  is  the  lower  layer  on  the  sieve,  consisting  of  heavy  mineral.  The 
top  layer  is  the  upper  layer,  consisting  mainly  of  gangue  from  which  the  heavy 
mineral  is  in  the  process  of  being  separated.  The  whole  bed  is  the  phrase  UFed 
when  the  above  two  ax%  spoken  of  collectively. 
MovABLB  Sieve  JitJs  are  divided  into: 

MovaSIS  sieve  hand  jigs. 

Continuous  movable  sieve  power  jigs. 

Intermittent  movable  sieve  power  jigs. 

Movable  Sieve  Hakd  Jigs. 

§372.  This  form  of  jig  is  used  where  concentration  is  being  proved,  or 
where  the  plant  is  small,  or  where,  as  in  Missouri,  the  mines  are  pockety,  and  a 
large,  elaborate  mill  will  not  pay.  For  these  reasons,  the  hand  jig  will  be  con- 
sidered in  considerable  detail. 

The  jig  (see  Figs.  298a  to  300c)  consists  of  a  jig  box  0  with  a  screen  bottom 


FIG.  298a.— side  view  op  hand  jig  at  mill  13. 


FIG.  298c. — VND  VIEW. 
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FIG.  298J. — plan. 


A.  Jigging  Tank.         Q.  Jigging  Box. 

B.  Herman,  H.  Lattice. 

C.  Connecting  Bolts,    1.  Counterweight  Box. 

D.  Mftin  I^ver,  J.  Slip  Joint. 

E.  Secondary  Lever.  K.  Adjusting  Arcs. 

F.  Supporting  Poets.  O.  Auxiliary  Connecting  Rod. 


B,  two  connecting  rods  C,  a  jigging  lever  D,  and  often  a  secondary  lever  E,  two 
supporting  posts  F,  and  a  jigging  tank  A  filled  with  water.  The  jigging  tank 
is  made  of  wood.     In  Mill  2  it  is  also  lined  with  plate-iron  -^  inch  thick.     The 
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jig  box  is  a  horizontal,  regt^ngylar  frame  of  boards  on  edge.  The  screen  is 
placed  from  2  to  3  inches  above  the  bottom  to  destroy  the  evil  effect  of  side  cur- 
rents upon  the  whole  bed.  This  space  is  also  used  for  lattice  supports  for  the 
screen  if  it  is  needed  (see  Fig.  298c.)  When  a  grating  is  used  as  a  sieve,  how- 
ever, no  lattice  is  required  (see  Fig.  300d.) 

The  connecting  rods  C  are  arranged  with  adjusting  arcs  K  to  level  the  screen 
sidewise  (see  Fig.  299a,)  The  endwise  leveling  is  done  upon  the  posts.  If 
out  of  level,  the  whole  bed  will  work  to  one  side  or  the  other.  The  jigging  lever 
is  made  in  two  ways.  Either  the  pivot  is  between  the  point  of  application  and 
delivery  of  power,  or  by  using  two  levers  the  pivot  is  virtually  at  the  end  of  the 
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VIO.  299a.^-ELEVATION  OF  HAND  JIO  AT  MILL  1. 
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PIG.  2995. — ^PLAN. 

lever.  The  first  scheme  (Pig.  300a)  requires  an  upward  push,  the  second  (Kg* 
298a  and  299a)  a  downward  push  on  the  lever  to  give  the  downward  strong 
impulse  to  the  jig  box,  which  is  necessary  for  effective  jigging.  The  second 
form  appears  to  be  easier  to  work  than  the  first.  The  long  leverage  shown  in 
Pig.  299a  is  probably  due  to  the  fact  that  this  jig  is  used  in  a  mill  11,000  feet 
above  the  sea.  The  jigging  lever  is  best  at  the  height  of  the  hips,  although 
sometimes  used  up  over  the  head  of  the  operator,  and  his  labor  is  easier  and 
more  effective  if  he  stands  on  a  spring  board. 

To  make  the  downward  movement  of  the  screen  more  sudden  and  therefore 
remove  momentarily  the  screen  support  from  under  the  ore  bed  more  effectively, 
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a  slip  joint  J  is  used,  causing  a  downward  blow  to  be  imparted  to  the  screen.  In 
Figs.  298a  and  300a  this  is  a  slot  in  the  top  of  the  connecting  rods.  In  Fig. 
299a  a  connecting  rod  0  slides  through  the  secondary  lever  E. 

A  counter  weight  may  be  required,  as  in  Fig.  298a,  to  balance  the  jigging 
levers;  this  is  not  needed  in  Fig.  300a  because  of  the  weight  of  the  loaded  jig, 
and  in  Fig.  299a  on  account  of  the  length  of  the  secondary  lever. 

Rittinger  speaks  of  hand  jigs  supported  on  spring  timbers,  with  the  jigging 
lever  omitted,  the  jigging  being  done  by  hand  directly  over  the  jig.  This  can  be 
done  only  in  a  small  sized  jig  box. 

§  373.  The  method  of  working  is  to  charge  up  the  jig  box  with  ore  of  proper 
size  and  depth.  The  coarser  the  ore,  the  deeper  the  whole  bed  may  be,  and  the 
deeper  the  whole  bed,  the  greater  the  output,  but  when  too  deep  tne  separation 
by  gravity  is  hindered.     It  is  jigged  with  the  proper  amount  of  stroke  and  num- 


FIO.  300a. — BIDE  SLEVATION  OF  HAND  JIG  AT 
MILL  2. 


FIG.  300c. — ^END  ELEVATION. 


FIG.  300rf. — ONE  SECTION 
OF  SCREEN. 


F 
FIG.  3006. — ^PLAN. 


ber  of  strokes  per  minute  (the  coarser  the  ore,  the  longer  the  stroke  and  the 
less  the  number  per  minute),  giving  a  sharp  downward  motion  to  the  screen 
to  release  the  whole  bed  from  it  and  so  allow  the  ore  particles  to  settle  through 
the  water  under  hindered  settling  conditions.  The  motion  should  be  stronger 
with  coarse  than  fine  ore.  The  return  movement  brings  the  water  back  through 
the  screen  and  uses  suction  to  draw  down  the  fine  concentrates.  Experience 
only  will  give  exact  data  on  the  speed,  the  amount  of  throw  and  the  number 
of  strokes  required  for  different  ores,  but  a  general  idea  of  the  adjustments  used 
may  be  gained  from  Table  268. 

When  the  jigging  is  finished,  the  lever  is  raised  or  lowered,  as  the  case  may 
be,  and  fastened  to  its  hitching  post  L  (see  Figs.  300a-300c).  The  screen 
is  thereby  lifted  out  of  water.     The  top  layer  is  skimmed  oft  with  a  short 
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handled  hoe  and  thrown  upon  its  heap.  More  ore  is  charged  and  the  operation 
repeated  until  the  concentrates  have  accumulated;  then,  after  the  top  layer  is 
removed,  the  middle  portion  is  skimmed  oflf,  generally  to  be  returned ;  the  bot- 
tom layer,  which  has  accumulated  up  to  2  or  4  inches  deep,  is  skimmed  off  as 
concentrates.  The  hutch  product  which  accumulates  vertically  beneath  the 
screen,  is  shoveled  out  when  sufficient  material  has  accumulated,  and  the  fine 
sludge  which  settles  in  the  rear  part  of  the  jig  tank,  is  taken  out  separately. 
Some  of  the  tanks  are  made  large  on  purpose  to  secure  this  fine  product  and  in 
this  case  a  partition  coming  up  two-thirds  of  the  way,  will  keep  the  coarse  hutch 
out  of  the  fine  sludge.  The  coarse  concentrates  and  hutch  products  are  gen- 
•  rally  treated  again  on  a  finishing  jig  with  finer  screen  and  make  concentrates 
and  hutch  ready  to  ship.  The  sludge  may  be  rich  enough  to  ship,  or  it  may 
need  huddle  treatment  to  bring  it  up  to  the  required  standard.  Where  two 
minerals  which  belong  to  different  markets,  for  example,  galena  and  blende, 
are  concentrated,  they  may  be  separated  on  a  finishing  jig. 

Where  recrushing  of  middlings  is  not  to  be  resorted  to,  the  jig,  after  several 
times  having  had  tailings  skimmed  off  from  it  and  new  ore  charged,  will  be 
skimmed,  yielding  tailings  or  top  layer,  middlings  to  be  returned,  and  coarse 
concentrates  or  bottom  layer.  The  object  of  taking  these  middlings  is  in  order 
that  the  concentrates  may  be  freer  from  quartz  and  the  tailings  freer  from 
ore.  It  also  furnishes  a  layer  on  the  sieve  which  prevents  gangue  from  rattling 
down  into  the  hutch  while  the  next  charge  is  being  put  on.  After  these  mid- 
dlings have  been  returned  a  few  times,  making  an  accumulation  of  them,  the 
attendant  will  insensibly  take  off  his  tailings  a  little  richer  and  his  coarse  con- 
centrates a  little  poorer.  This  is  his  only  way  of  disposing  of  the  included 
grains  for  which  his  plant  has  no  special  provision. 

A  hydrant  with  water  almost  shut  off,  an  overflow  pipe  and  a  little  settling 
tank,  may  be  provided  for  keeping  the  water  at  a  constant  level  in  the  jig  tank, 
or  water  may  be  added  by  a  bucket  from  time  to  time.  One  or  more  holes  are 
placed  in  the  side  of  the  jig  tank,  near  the  bottom,  one  below  the  otherj^  for 
drawing  off  the  water  when  it  is  desired  to  remove  the  sludge. 

§  374.  Table  268  gives  the  practice  in  the  mills.  They  all  yield  products 
as  follows:  (1)  Top  layer,  which  is  waste  except  in  Mill  3,  No.  3  jig,  and  Mill 
2  when  re-treating  hutdi,  in  both  of  which  the  top  layer  is  clean  blende.    (2) 
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deep  for  gfiena  and  8  inches  for  blende.    ,, 
using  a  s&oke  of  the  jig  sieve  of  about  1  faich.   (I) 


bottom,  (e)  Cast-iron  grating.  (/)  The  grate  bars  are  triai 
apex  downward,  (a)  In  Jigging  tms  a  bottom  bed  is  oaed  6 
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le  trfangular, 
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The  second  layer  which  is  returned  to  the  same  jig  except  in  MiU  2  on  linc  ore 
where  it  is  hlende.  (3)  The  bottom  layer  or  coarse  concentrates,  which  are 
all  finished  except  in  the  No.  1  and  No.  2  jigs  of  Mill  3  where  they  are  sent  to 
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the  following  jig.  (4)  Hutch  products,  which  in  Mill  1  are  re-treated  on  the 
same  jig,  using  an  8-meBh  sieve  laid  on  top  of  the  coarse  sieve,  and  yield  top 
layer  which  is  waste,  middle  layer  which  is  returned,  bottom  layer  and  hutch 
which  are  both  shipped.  In  Mill  2,  when  treating  galena  ore,  the  hutch  is  a 
finished  product,  but  on  blende  ore  the  hutch  is  re- jigged  with  a  galena  bot- 
tom bed  and  then  yields  only  galena  in  the  hutch,  the  blende  remaining  up 
in  the  coarse  concentrates.  For  jigging  coarse  galena  ore  60  throws  per  min- 
ute, for  blende  ore  100  per  minute  and  for  the  blende  hutch  120  per  minute  are 
used.  In  Mill  3,  the  hutches  of  No.  1  and  No.  2  jigs  each  go  to  the  next  follow- 
ing jig;  that  of  No.  3  jig  is  finished  galena.  The  number  of  throws  is  120 
per  minute  and  the  time  of  jigging  is  four  minutes. 

In  Mill  13  the  jigs  here  described  were  formerly  used,  but  have  since  given 
way  to  power  jigs. 

The  labor  required  in  all  the  mills  is  one  man  to  a  jig,  which  is  high  com- 
pared with  machine  jigs.  The  capacity  given  by  Bittinger  for  bis  hand  jig 
is  3  to  4  cubic  feet  of  ore  per  hour  for  each  square  foot  of  sieve  surface.  Hand 
jigs  cost  about  $20  each  and  require  little  repairs.  They  can  be  put  together 
anywhere  with  a  saw,  axe,  chisel,  auger  and  a  few  simple  iron  pieces. 

In  practice,  the  walls  of  the  jig  box  may  or  may  not  project  above  the  water 
during  all  parts  of  the  stroke.  When  it  projects  above,  then  suction  is  equal 
to  pulsion,  that  is  to  say,  just  as  much  water  will  go  down  through  the  jig 
bed  per  stroke  as  rises  up  through  it.  When,  however,  the  box  is  immersed, 
according  to  the  amount  of  immersion,  suction  will  be  more  or  less  diminished, 
leaving  pulsion  as  much  as  before  and  giving  a  much  softer  and  more  open 
whole  bed  and  one  which  would  complete  the  separation  into  layers  in  much 
shorter  time.  This  is  true  because  of  the  lift  pump  action  of  a  jig,  referred 
to  by  Hoppe*',  which  allows  the  water  to. rise  more  easily  than  to  go  down 
through  a  jig  bed ;  here  the  water  so  pumped  up  flows  over  the  sides  when  the 
jig  is  immersed.  The  latter  method  would  be  preferable  for  closely  sized  ma- 
terial, the  former,  probably,  for  mixed  sizes. 

The  hand  jig  is  a  valuable  means  of  testing  the  Jbest  conditions  for  treating 
any  ore  by  jigging  as- it  can  be  varied  so  easily  and  the  results  obteined  so 
directly. 

For  small  hand  jigs  with  either  movable  or  fixed  sieves,  the  reader  is  referred 
to  the  subject  of  testing  in  Chapter  XXI. 

Continuous  Movable  Sieve  Poweb  Jigs. 

§375.  All  of  these  jigs  have  in  common  a  jigging  tank,  a  jigging  screen 
and  frame,  and  in  most  cases  some  special  connecting  joint  between  the  tank 
and  frame;  some  mechanism  for  giving  the  sieve  its  vertical  oscillations;  a 
feeder  for  bringing  ore  at  a  constant  speed;  and  hydraulic  water  supplied  to 
the  hnteh.  They  also  have  devices  for  removing  the  tailings,  the  coarse  concen- 
trates and  the  hutch  product,  and  for  elevating  the  tailings  water,  in  general 
returning  it  into  the  hutch  of  the  machine.  These  devices  enable  them  to  have 
a  high  capacity  and  a  low  consumption  of  water.  As  generally  run  they  have 
strong  suction  owing  to  the  fact  that  most  of  the  water  that  passes  up  through 
the  bed  has  to  pass  down  again. 

§  376.  Movable  Sieve  Jig  at  Pbzibbam." — A  movable  sieve  jig  used  at  Przi- 
bram  (see  Figs.  301a  and  3016)  has  a  screen  frame  of  sheet  iron  sides  and  ends,  6 
feet  long,  1  foot  6  inches  wide,  8  inches  deep,  with  a  horizontal  screen  and  a  cross 

Eirtition  -4  4.13  inches  high,  dividing  it  in  halves.     The  screen  frame  is  oscil- 
ted  up  and  down  by  two  eccentrics,  connecting  rods  B  and  cross  bars  attached 
to  it.    The  eccentrics  are  capable  of  giving  2.07  inches  throw  and  less,  and 


500 


QBE  DRB88INQ, 


377 


make  140  throws  per  minute.  The  feeder  is  a  hopper  and  trough,  jerked  by 
cam  H  and  spring.  The  tank  has  under  the  two  halves  of  the  screen  two  hop- 
pers with  front  side  vertical  and  with,  continuously  discharging  spigots  F  for 
removing  the  hutch  products.  Around  the  frame,  upon  the  tank  a  wooden 
strip  and  a  small  angle  iron  make  an  approximately  tight  joint  to  prevent  splash- 
ing. The  tail  0  is  of  sheet  iron,  curved  to  allow  the  waste  to  pass  over  into  the 
well  of  a  screw  elevator,  which  removes  the  sand  with  but  little  water.  The 
water  is  elevated  about  4  inches  by  a  revolving  propeller  and  is  sent,  probably, 
back  into  the  two  hutches.  The  coarse  concentrates  are  discharged  through  a 
short,  vertical  tube  C  attached  to  the  screen,  which  slides  in  a  fixed  tube  B 
below  for  conducting  away  the  concentrates.  A  poppet  valve  over  the  mouth 
of  this  tube  is  opened  from  time  to  time  to  let  the  concentrates  pass  out.  A 
sheet  iron  cylinder  6  inches  in  diameter  and  covered  by  a  1-mm.  screen  is  placed 
over  this  poppet  valve  to  prevent  the  quartz  from  coming  down  with  the  coarse 
concentrates.  This  cylinder  is  made  adjustable  up  and  down.  This  jig  is  de- 
signed for  treating  sized  products  from  4  mm.  to  20  mm.  in  diameter.    At 


FIG.  301&.^ROSS  SECTION. 


PIG.  301a.— LONGITUDINAL  SECTION 
OF  MOVABLE  SIEVE  JIG  AT 
PRZIBRAM. 


Przibram  it  is  used  on  6-mm.  product,  with  a  stroke  of  1.24  inches.  It  requires 
2.9  horse  power.     The  tailings  discharge  continuously,  the  heads  periodically. 

§  377.  The  Bradford  Eccentric  Jig. — ^This  is  a  movable  sieve  power  jig, 
and  Pigs.  302a-302d  illustrate  the  pattern  used  for  many  years  in  concentrat- 
ing hematite  at  Iron  Mountein,  Missouri.  The  jigging  box  d  is  of  cast  iron, 
3  feet  1  inch  long,  1  foot  7J  inches  wide  and  1  foot  7  inches  deep.  The  screen 
i  is  6  inches  below  the  top  at  the  feed  side  and  ends  and  2J  inches  below  the 
top  at  the  teil  side;  an  adjustable  slide  j,  held  in  place  by  bolte,  enables  the 
last  to  be  increased  as  desired,  up  to  5  inches.  The  screen  is  supported  by  a 
lattice  of  three  lengthwise  bars  I  resting  edgewise  upon  six  crosswise  bars  m 
all  of  which  are  %  inch  thick,  If  inches  hi^  and  are  cast  in  one  piece  in  a 
frame  which  is  bolted  inside  the  jig  box. 

At  the  bottom  of  the  jigging  box  are  extension  fins  p  on  the  sides  2  feet  11 
inches  long,  7f  inches  wide,  -^  inch  thick,  and  on  the  ends  1  foot  5J  inches 
long  and  of  the  same  width  and  thickness  as  those  on  the  sides.  The  jigging 
box,  at  its  lower  end,  extends  into  a  fixed  frame  r  of  J-inch  thick  cast  iron,  3 
feet  3  inches  long,  1  foot  9^  inches  wide  and  15  inches  high,  which,  as  the 
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jig  box  rises  and  falls,  confines  the  currents  and  guides  the  concentrates  and 
tulings  each  to  its  proper  destination.  This  fixed  frame  is  bolted  to  the  walls 
of  the  jig  tank.  The  power  is  applied  by  a  shaft  t  with  fly-wheel  u  and  speed 
cone  pulley  v,  imparting  motion  to  the  jigging  box  by  two  eccentrics  /  and  con- 
necting rods  6.    The  boxes  for  this  shaft  are  upon  cast-iron  standards  a  bolted 
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PIG.   302c. — END  VIEW  OP 
TANK. 


PIG.  302rf. — BIDE  SECTION  OP 
TANK. 


to  the  jig  tank.  The  jigging  box  at  c  runs  in  its  vertical  path  between  adjusta- 
ble guides  upon  the  standards.  The  weight  of  the  jigging  box  and  charge  is 
taken  up  by  two  helical  springs  w,  one  at  each  end,  to  even  the  work  of  the 
eccentrics.  On  the  tail  side  is  a  discharge  spout  x  for  discharging  the  tailings 
outside  of  the  fixed  frame. 
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The  jig  tank  ^  is  9  feet  long  and  7  feet  deep  and  is  mounted  for  two  jigging 
boxes.  It  is  built  of  wood  with  two  compartments  4  feet  6  inches  and  2  feet 
10  inches  wide  respectively,  the  former  A  for  the  heads,  which  pass  through  the 
screen,  and  the  latter  B  for  the  tailings,  which  overflow  at  the  tailings  side  and 
pass  down  through  the  spout  supplied  for  that  purpose.  The  tailings  side  of 
the  fixed  frame  r  forms  ai»  upward  extension  to  the  partition  y,  dividing  the 
two  compartments.  The  bottoms  of  the  two  compartments  are  hopper-shaped 
and  form  the  boots  of  the  elevators  which  remove  the  two  products,  the  heads 
heing  delivered  to  a  bin  and  the  tailings  to  a  car. 

The  feed  to  the  jig  was  a  sized  product  and  its  amount  was  regulated  by  a 
corrugated  cylindrical  feeder  run  by  worm  gear.  The  jigging  is  done  upon  a 
bottom  bed  of  coarse  ore,  and  the  concentrates  pass  down  through  the  screen, 
while  the  tailings  go  over  the  tail  side.  The  jigging  tanks  are  automatically 
kept  full  of  water. 

In  Mill  4  a  Bradford  jig  is  used  which  has  but  one  sieve  Te  in  a  tank  (see 
Figs.  303a-303cl),  for  separating  limonite  from  quartz.    The  general  construc- 
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tion  is  the  same  as  that  used  for  the  Iron  Mountain  jig,  with  the  exception  tbat 
automatic  rakes  are  used  for  removing  the  ore  and  the  waste  up  inclined 
troughs  a.  For  this  purpose  the  bottom  of  the  jigging  tank  slopes  in  two  direc- 
tions from  a  dividing  partition  h.  The  concentrates,  passing  through  the  sieve, 
roll  down  into  one  trough  d  while  the  tailings  going  over  the  edge  of  the  jig 
box  go  into  another  c.  Two  rakes  e  operate,  one  in  the  concentrates  trough, 
the  other  in  the  tailings  trough.  Each  rake  handle  /  is  attached  to  a  crank- 
pin  g  having  a  radius  of  3  feet,  and  as  thje  crank-pin  is  returning  on  the  under 
part  of  its  path,  the  rake  handle  lies  upon  a  guide  pulley  h  and  holds  up  the 
rake.  When  the  crank-pin  has  retumea  and  starts  away  again,  it  rises  to  the 
upper  part  of  its  path  and  the  rake  descends  to  withdraw  the  product  in  the 
trough. 

No.  1  jig  of  Mill  4  is  fed  with  stuff  which  passes  through  a  1-inch  (25.4 
mm.)  screen  and  rests  on  a  ^-inch  (12.7  mm.)  screen;  No.  2  jig,  through  a 
^-inch  on  a    -xV-inch  (1.56  mm.)  screen.     No.  1  has  a  throw  of  \  inch  and 
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makes  188  throws  per  minute.    Both  use  bottom  beds  of  lump  ore  on  the  sieves, 
and  yield  heads  to  picking  table  and  tailings  to  waste. 

§  378.  The  Conkling  Jig.*® — (See  Fig.  304.) — This  is  a  circular,  movable 
sieve  jig  which  is  fed  near  the  circumference  and  discharged  at  the  center.  The 
screen  is  3  feet  10  inches  in  diameter,  has  a  ^-inch  (7.9  mm.)  hole,  and  re- 
Tolvee  7  times  per  minute,  to  give  an  even  distribution  of  the  feed.  It  is  fed 
with  dry  ore,  \  inch  (6.35  mm.)  to  0  in  size  and  uses  a  bottom  bed  consisting 
of  ore  of  the  size  of  hickory  nuts.  It  has  260  pulsations  per  minute  of  f  inch 
given  to  it  and  yields  tailings  and  hutch  products  only^  both  of  which  are  taken 
out  by  elevators.  The  downward  movement  of  the  sieve  is  rapid;  the  upward 
is  slow.  The  capacity  on  magnetite  at  Lyon  Mountain,  New  York,  was  5  tons 
per  hour  and  it  used  135  gallons  of  water  per  minute,  or  1,620  gallons  per  ton 
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1.  Bevel-wheeL 

2.  Pinion. 

8.  Upright  shaft 

4.  Shoe. 

5.  Link. 

6.  Upper  collar. 

7.  Trunnion-pieoa 

8.  Lower  collar. 

9.  Outside  nut. 

10.  Fl^ige. 

11.  Inside  nut. 

12.  Standard. 
14.  Hoop. 


16.  Screen-plates. 

18.  Spider. 

19.  Key. 

20.  Cone. 

21.  Water-sleeve. 

22.  Water-box. 

28.  Lower  elevator-box. 
24.  Lower  elevator-shaft. 
26.  Band-arms. 

26.  Cam-wheel. 

27.  Se-inch  pulley. 

28.  Pinion-shaft. 
80.  Lever-beam. 

45.  Splash-rim. 


81.  Yokes. 

82.  Lever-shaft. 
88.  Driving-shaft 

84.  Top  elevator-shaft 

85.  24-mch  pulley. 

86.  Flange-pulleya 

88.  Spring-pole. 

89.  Strap. 

40.  Bumper. 

41.  8-inch  water-pipa 

42.  Regulating-valve. 

48.  Outlet-pipe  to  tail-raoa 
44.  Tub. 


of  ore  treated.  One  man  or  boy  tended  two  jigs.  The  feed  contained  43.6% 
iron;  the  concentrates  66.9%  iron^  and  the  tailings  22.9%  iron. 

§  379.  Thb  Schranz  Jig. — This  is  a  rectangular  jig  with  a  screen  frame  9 
feet  6  inches  long,  3  feet  3  inches  wide^  divided  into  seven  panels.  It  has  a 
water-tight  bellows  joint  of  leather  or  rubber  connecting  it  with  a  V  tank  below, 
which  is  divided  into  as  many  hutches  as  desired,  each  with  a  separate  spigot. 
It  receives  motion  from  vertical  rods  which  are  driven  from  rocking  eccentrics. 
It  is  used  for  jigging  slimes  and  has  a  bottom  bed  which  decreases  in  thickness 
toward  the  tail.  *'One  machine  treats  450  kilos  of  the  finest  crude  ore  per  hour, 
using  65  liters  water  per  minute,  requiring  less  water  (i),  but  more  power  than 
a  16-foot  slime  table,  and  making  cleaner  tailings.^^^' 

§  380.  BiLHABz  Oblono,  Movable  Sieve  Poweb  Jig,  used  in  Freiberg,  has 
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an  iron  screen  frame  30  inches  long,  13  inches  wide  at  the  head,  10  inches  wide 
at  the  tail  and  1^  inches  height  of  tail.  It  is  made  narrower  at  the  tail  to 
hasten  the  work^  as  most  of  the  work  is  done  in  the  first  third  of  the  length.  It 
is  oscillated  by  a  single  eccentric  with  T  rod,  driving  two  forks  nmning  in 
guides.  The  four  feet  of  these  two  forks  are  bolted  to  the  screen  frame.  All 
round  the  screen  frame  is  a  leather  packing  to  prevent  the  water  from  rising 
between  it  and  the  tank.  The  tank  is  hopper-shaped  with  a  cross  partition  for 
making  two  hutch  products.  Two  or  more  of  these  jigs  are  usually  run  in 
series.  The  tail  of  the  jig  frame  has  a  spout  extending  over  the  edge  of  the 
tank  and  conveying  the  sand  and  water  to  the  next  jig.  This  is  possible,  owing 
to  the  lift  pump  action  of  the  jig,  which  elevates  the  water  above  the  jigging 
sand  to  a  higher  level  than  that  in  the  tank.  There  may^  be  an  under  launder 
conveying  the  tank  overflow,  should  there  be  any,  to  the  next  jig.  The  concen- 
trates are  wholly  made  in  the  hutch,  and  screens  and  bottom  beds  are  used  to 
suit  these  conditions.  The  spigots  have  goose-necks  or  rising  discharges.  It 
has  220  pulsations  per  minute  of  5  mm.  each,  and  is  designed  for  treating  sand. 
Three  spitzlutten,  two  jigs  and  two  Bilharz  tables,  treat  3  tons  in  10  hours; 
the  jigs  treat  1  ton  each;  the  tables  i  ton  each. 

The  Bilhabz  Circulab  Sievb  Power  Jig. — ^This  machine  has  an  annular 
moving  jig  frame  divided  into  six  sectors,  2.2  m.  outer  diameter  and  0.674  m. 
inner  diameter.  It  receives  pulsations  from  a  central  eccentric  rod  through 
levers.  The  feed  is  distributed  at  the  outer  rim;  the  tailings  are  discharged 
inward  in  a  central  pipe;  and  the  hutches,  which  are  separate  for  each  com- 
partment, are  discharged  through  rising  goose-necks  around  the  circle.  With 
200  to  220  pulsations  per  minute  of  5  to  6  mm.,  it  treats  in  one  hour  30  cubic 
meters  of  pulp,  containing  1,200  kilos  of  dry,  solid  material. 

§  381.  The  Robinson  Jig  is  a  movable  sieve  jig  in  which  the  head  end  pul- 
sates the  most  and  the  tail  end  the  least.  This  movement  is  obtained  by  pivot- 
ing the  tail  end  to  the  tank  and  oscillating  the  head  end  by  means  of  a  crank. 
The  tank  is  12  feet  long,  6  feet  wide  and  6  feet  deep.  The  sieve  is  10  feet  long 
with  grate  bars  extending  the  whole  length.  Above  the  sieve  are  cross  dams  4 
inches  high  to  keep  the  bottom  bed  in  place.  It  jigs  through  the  sieve  into  the 
hutch  and  also  has  side  discharges  to  prevent  the  bottom  ^d  from  getting  too 
deep,  which  discharge  coarse  concentrates  into  the  hutch.  It  has  80  pulsations 
per  minute  and  requires  500  poimds  of  material  for  the  bottom  bed.  The  water 
reaches  1  foot  above  the  sieve.  In  Southern  Missouri,  where  both  are  used,  it 
saves  10%  more  than  a  hand  jig  on  unsized  zinc-lead  ores.  The  tailings  pass 
over  the  tail  board  and  are  removed  by  an  elevator. 

§382.  The  Hancock  Vanning  Jig,"**  used  at  Broken  Hill,  New  South 
Wales,  and  in  other  parts  of  Australi;a,  has  a  jig  box  8  (see  Figs.  305a-305e) 
about  2.5X20  feet  inside  dimensions,  vnth  tail  board  about  4  inches  high. 
This  jig  box  is  suspended  in  the  jigging  tank  by  four  T-bolts  and  two  cross 
bars  J.  The  cross  bars  extend  horizontally  beyond  the  sides  of  the  jigging 
tank  and  are  supported  upon  four  vertical  connecting  rods  D,  These  receive, 
at  their  lower  ends,  an  up  and  down  motion  from  four  short  levers  0  which  are 
moved  by  the  cam  wheel  A  through  the  long  weighted  levers  B.  A  hand  wheel 
H  raises  or  lowers  the  stop  F  and  controls  the  amount  of  the  motion.  There 
are  also  two  links  K,  one  on  each  end  of  the  head  cross  bar  which  connect  the 
latter  to  the  sides  of  the  jig  tank  and  thereby  maintain  the  stability  of  the  jig 
box.  The  points  of  connection  of  the  links  to  the  jig  tank  are  made  adjustable 
by  means  of  a  slot.  This  serves  to  vary  the  direction  of  motion  of  the  sieve 
to  any  desired  degree  from  about  25  **  to  about  70  **  with  the  horizontal.  The 
position  commonly  used  causes  the  jig  box  to  move  on  a  slope  of  about  45^  and 
thereby  gives  ai  vanning  motion  to  the  sieve  and  compels  the  material  under- 
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going  concentration  to  travel  toward  the  tail  end  of  the  sieve.  Water  is  sup- 
plied in  the  hntch  as  shown  and  the  concentrates  pass  through  the  sieve  and 
fall  into  compartments  in  the  hutch  from  which  they  are  drawn  oflE  as  desired, 
while  the  tailings  pass  over  the  end  of  the  sieve  into  a  special  compartment. 

At  the  Moonta  mines  where  most  of  the  rock  is  crushed  through  a  sieve  with 
twenty  holes  to  the  square  inch^  one  of  these  jigs  treats  as  much  as  175  tons  per 


FIG.  305a. — ^PLAN  OP  THE  HANCOCK  JIG. 


PIG.     305c. — 

END      ELEVA- 
TION 00. 


PIG.  305&. — SIDE  ELEVATION  EE. 


PIG.     305e. — 

SECTIONAL 
END  ELEVA- 
TION FF. 


PIG.  305rf. — SECTIONAL  SIDE  ELEVATION  EE. 


day  (probablv  24  hours),  and  requires  about  two  horse  power.  The  feed  con- 
tains 2  to  4%  copper  and  the  concentrates  19  to  20%  copper.  In  other  places, 
the  capacity  varies  from  140  to  240  tons  in  24  hours. 

Hoopeb's  Vanning  Jig,  used  in  this  country  to  treat  garnet,  is  a  movable 
sieve  jig  which  has  the  tail  end  of  its  jig  box  suspended  from  a  pivot  by  a  ver- 
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tical  rod  with  rigid  connection  to  the  box  and  of  adjustable  length.  The  head 
end  is  given  an  approximately  up  and  down  motion  by  a  vertical  connecting 
rod  leading  to  an  eccentric  while  the  tail  end  has  a  motion  very  nearly  horizontal 
In  one  case  the  lengths  of  the  suspending  rods  at  the  tail  end  and  of  the  connect- 
ing rods  at  the  head  end  are  7  inches  and  69f  inches  respectively.  The  jig  box 
is  24  inches  wide  and  50.5  inches  long.  The  sieve  does  not  extend  all  the  way 
to  the  tail  end,  however,  but  is  replaced  by  a  solid  bottom  for  the  last  14.5  inches. 
The  sieve  has  a  slope  up  toward  the  head  end  which  is  adjustable  but  averages 
about  2.5°.  The  depth  of  material  on  the  sieve  varies  from  1.5  to  3  inches. 
The  throw  of  the  eccentric  varies  from  f  inch  to  1  inch.  The  jig  is  fed  at  the 
middle  and  the  vanning  motion  is  such  that  the  coarse  concentrates  work  up  to 
the  head  end  and  pass  over  automatically  in  case  of  an  easily  concentrating  ore, 
otherwise  they  are  skimmed  off;  the  concentrates  which  pass  through  the  sieve 
into  the  hutch  .are  lifted  out  by  a  bucket  elevator;  the  tailings  overflow  con- 
tinuously at  the  lower  end  of  the  sieve. 

This  jig  is  adapted  to  different  jigging  problems  on  stuff  between  \  inch  and 
30  mesh.  Its  capacity  ranges  from  5  tons  per  24  hours  on  the  finer  material 
to  7  tons  on  the  coarser. 

iNTEBMITTENTy   MOYABLB   SiBVB,   POWEB  JlQS. 

§  383.  These  differ  'from  the  continuous,  movable  sieve  jigs  in  that  the  feed- 
ers, the  hydraulic  water,  the  discharges  for  coarse  concentrates,  hutches  and 
tailings,  are  all  left  out.    They  are  practically  hand  jigs  adapted  to  power. 

Mill  12  has  as  No.  1  jigs  four  movable  sieve,  Cornish  jigs,  which  are  much 
like  the  hand  jig  in  Figs.  300a-300d  except  that  they  are  driven  by  power.  The 
jigging  box  is  22  inches  wide,  46  inches  long,  7  inches  deep  above  the  screen  and 
3  inches  below  it.  It  is  made  of  1-inch  boards  and  has  a  5-mesh  screen  in  it 
The  jigging  lever  has  a  long  arm  of  4  feet  2  inches  and  a  short  arm  of  10  inches. 
The  long  arm  is  driven  by  an  eccentric  with  a  throw  of  5  inches;  giving  the  jig 
a  throw  of  1  inch.  The  tank  is  30  inches  wide,  54  inches  long  and  7  feet  deep. 
Its  feed  is  from  2  mesh  downward.  Ore  is  shoveled  into  the  jigging  box  until 
it  is  8  inches  deep ;  then  the  jigging  box  is  connected  with  power  and  allowed  to 
jig  for  6  minutes.  Next,  the  lever  is  disconnected  with  the  power;  the  sieve 
is  lifted  out  of  the  water  and  held  there  by  a  hitching  post.  The  skimming 
by  hand  yields  top  skimmings  which  are  waste,  middlings  which  are  returned, 
coarse  concentrates  which  go  to  the  smelter,  and  the  hutch  which  is  allowed  to 
accumulate  until  it  is  finally  shoveled  to  No.  2  jigs.  There  are  two  No.  2  jigs 
and  nine  No.  3  jigs  similar  to  the  No.  1  jigs. 

At  the  Hartman  mine,  Priedensville,  Pennsylvania,  the  jig  is  similar  to  that 
in  Mill  12,  but  its  method  of  working  is  as  follows:  Starting  with  a  bed  of 
coarse  tailings  1  inch  thick  from  the  previous  skimming,  a  layer  2  inches  thick 
of  ore  to  be  concentrated  is  fed.  After  jigging  for  five  minutes,  another  layer 
of  2  inches  is  added  and  the  jigging  repeated,  after  which  the  jig  is  lifted  out 
of  water  and  the  top  layer  of  limestone  tailings  is  skimmed  off.  This  is  re- 
peated until  the  box  is  half  full  of  coarse  concentrates,  when  the  top  layer  of 
limestone  skimmings  is  scraped  to  one  end,  the  concentrates  removed,  the  skim- 
mings being  thrown  back  in  the  place  of  the  concentrates,  the  other  half  of  the 
concentrates  shoveled  out,  the  limestone  bed  spread  evenly  and  work  resumed. 
The  coarse  limestone  bed  prevents  the  new  charge  at  the  start  from  falling 
through  the  screen  without  being  enriched. 

At  the  Saucon  mine  at  Friedensville,  Pennsylvania,  a  similar  jig  is  raised 
by  a  cam  and  dropped  by  its  own  weight.  It  has  an  automatic  bell  discharge 
for  coarse  concentrates,  which  makes  the  machine  more  nearly  a  continuous 
machine. 
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Rittinger  describes  a  similar  jig,  raised  by  a  cam  and  forced  down  by  a  spring. 
For  the  capacity  of  it  he  gives  the  rule  that  every  square  foot  of  sieve  surface 
will  treat  3  to  4  cubic  feet  of  ore  per  hour.  He  further  says  that  one  man  can 
attend  to  two  jigs. 

FiXBD  SisvB  Jigs. 

§  384.  In  these  machines  the  screen  is  stationary  and  the  water  is  forced  to 
rise  and  fall  through  it  by  the  action  of  a  piston  or  plunger  which  is  generally 
placed  in  an  adjacent  compartment  connected  with  the  hutch  or  space  below 
the  screen.  These  machines  are  almost  always  driven  by  power  and  are  the 
forms  in  general  use  to-day.  There  are  two  classes  of  these  jigs:  (1)  The  Harz 
type,  where  the  plunger  receives  its  up  and  down  motion  from  an  eccentric  re- 
volving at  imiform  rate.  (2)  The  accelerated  jigs,  in  which  some  form  of 
mechanism  is  adopted  to  give  the  plunger  more  rapid  motion  during  pulsion 
than  during  suction.  The  term  Harz  jig  has  been  used  loosely  in  the  literature 
of  the  subject.  The  author  has,  therefore,  adopted  the  above  definition  which 
is  the  one  commonly  accepted  in  the  United  States. 

§  385.  The  Harz  Type  op  Jigs. — This  machine  has  found  far  more  favor 
than  any  other  jigging  machine.  It  is  used  successfully  for  coarse  and  fine 
ores,  for  higher  and  lower  specific  gravity  minerals.  By  it  two,  three  and  even 
four  mineral  separations  can  be  made. 

It  consists  of  a  jigging  tank  with  vertical  longitudinal  partition,  on  one  side 
of  which  is  the  screen  upon  which  the  ore  rests ;  on  the  other  side  is  the  plunger 
for  creating  the  currents.  As  the  partition  does  not  reach  the  bottom,  there  is 
free  passage  for  the  water  from  the  plunger  to  the  sieve  compartment  and 
return.  The  jig  may  have  one  or  more  jigging  compartments,  each  with  its 
own  sieve  and  plunger,  separated  by  cross  partitions;  two,  three  and  four  are 
the  most  common  number  of  these  compartments,  although  as  many  as  seven 
have  been  used  in  Southwest  Missouri. 

The  Harz  jigs  used  in  Mill  37  are  shown  in  Figs.  306a,  3066  and  306c. 
These  are  the  4-sieve  jigs  used  in  that  mill  for  medium  and  fine  work.  For 
coarser  work,  jigs  with  two  sieves  are  used  (see  Fig.  307),  which  are  constructed 
just  like  the  first  half  of  the  4-sieve  jigs.*  Each  sieve  compartment  A  is  34^ 
inches  long  and  16^  inches  wide,  net  size  inside  the  lining  P,  and  the  plunger 
compartments  B  are  34^  inches  long  and  14^  inches  wide,  net  size.  Beneath 
every  sieve  and  plunger  is  a  hopper  C  which  serves  for  connecting  the  two  and 
also  for  collecting  and  discharging  the  hutch  product.  For  convenience,  the 
apex  of  the  hopper  is  brought  nearly  to  the  front  side  of  the  jig.  Near  the 
apex  of  each  hopper  is  a  spigot  which  consists  of  a  round  hole  D  2  inches  in 
diameter  passing  through  the  plank  and  through  an  outside  plate.  This  hole 
has  a  plate  cover  E  outside,  which,  sliding  around  a  pivot,  serves  to  shut  off  or 
regulate  the  flow.  Between  each  sieve  and  plunger  compartment  is  a  con- 
tinuous longitudinal  partition  F  which  extends  down  12,  11,  10  and  9  inches 
respectively  below  the  sieves  N  and  serves  to 'distribute  the  pulsion  from  the 
plunger  U  evenly  over  the  sieve.  The  ends,  sides,  bottom  and  partitions  are 
all  built  of  S^-inch  planks. 

Two  jigs  are  placed  back  to  back  and  their  tanks  are  supported  and  bound 
by  timber  frames  of  which  there  are  three  sets  on  the  2-compartment  jig  and 
five  on  the  4-compartment.  Each  set  consists  of  a  sill  0,  two  outside  posts  H, 
a  center  post  /  and  a  cap  J.  The  caps  serve  as  supports  for  the  driving  mech- 
anism and  while  the  posts  likewise  serve  this  purpose,  they  are  also  made  to 
do  the  important  duty  of  buckstaves  by  two  f-inch  tie  rods  g  for  each  set. 

*  Later  reports  state  that  these  S-sieve  Harz  jigs  are  not  now  used. 
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The  screen  frame  is  built  of  ^Xl-ineh  strips  L  on  edge,  with  cross  bars  if 
^  inch  thick.  The  screen  N  is  tacked  to  the  top  of  this  and  the  whole  thing 
rests  upon  a  ledge  or  lining  0  of  }-inch  boards  extending  all  around  the  com- 
partment. It  is  held  down  by  }-inch  board  linings  or  cleats  P  above.  This 
arrangement  makes  the  surface  of  the  wall  of  the  compartmehts  nearly  continu- 
ous without  obstructions.  Between  each  sieve  and  the  one  following  is  a 
cross  partition  or  tail  board  R  4  inches  above  the  sieve.  The  top  of  the  parti- 
tion slopes  downward  toward  the  following  sieve,  which  is  placed  1  inch  lower. 
The  slope  is  such  that  the  ore  is  delivered  on  a  sieve  at  the  same  level  as  it 
leaves  it.  Before  the  first  sieve  is  a  dead  box  S  16  inches  deep  and  8  inches 
wide,  which  serves  to  deliver  the  feed  quietly  to  the  whole  width  of  the  sieve 
through  a  slit  3  inches  high  and  6  inches  above  the  bottom.  A  gap  is  cut  at 
the  tail  end  of  the  last  sieve  and  a  spout  T  put  on  for  carrying  away  the  tailings 
from  the  whole  width  of  the  sieve. 

The  plungers  V  fit  loosely  in  their  compartments  and  are  made  of  five  thick- 
nesses of  }-inch  board.  The  second  and  fourth  layers  have  their  grains  at  90"* 
with  that  of  the  others.  They  are  also  ■}  inch  smaller  in  len^h  and  width  to 
form  the  water  packing.  The  plunger  compartment  is  lined  with  f-inch  boards 
V  to  take  up  the  wear.  To  confine  the  swash  it  has  a  cover  W  of  1-inch  board 
with  a  hole  in  the  center  for  the  plunger  and  one  at  the  side  for  the  hydraulic 
water  pipe.  The  top  of  the  plunger  is  3  inches  below  that  of  the  sieve  when  at 
the  middle  of  its  stroke.  A  reciprocating  motion  is  given  to  each  plunger  from 
an  eccentric  X  through  a  IJ-inch  eccentric  rod  F.  The  plunger  is  attached  to 
the  rod  by  means  of  a  shoulder  and  washer  a  above  and  lock  nuts  and  a  washer 
h  below.  The  eccentrics  are  adjustable  to  give  any  throw  from  0  to  2  inches 
and  are  all  placed  upon  the  same  shaft,  so  as  to  pulsate  approximately  together. 
Details  of  the  eccentrics  are  given  in  Figs.  306d-306^.  The  shaft  d  is  ^ 
inches  in  diameter  and  is  supplied  with  a  tight  and  a  loose  pulley  e,  each  24 
inches  diameter  and  4}  inches  face.  There  are  also  five  boxes  f,  one  on  each 
of  the  frames  and  there  are  two  collars  g  for  guiding  the  shaft. 

The  hydraulic  water  is  put  in  on  top  of  the  plungers  and  is  distributed  to  each 
compartment  from  a  trough  h  running  the  whole  length  of  the  jig  on  the  longi- 
tudinal partition,  in  the  bottom  of  which  are  nipples  i  of  l^inch  pipe  covered 
by  sliding  gates  h  for  regulating  the  quantity. 

The  discharge  for  coarse  concentrates  consists  of  an  iron  pen  I  which  acts 
as  a  gate  for  them  to  pass  under  and  a  pipe  m  which  acts  as  a  dam  for  them  to 
pass  over.  The  pipe  may  be  slid  into  tne  wall  of  the  jig,  thereby  adjusting  the 
height  of  its  inlet  end.  The  details  of  the  discharge  are  given  in  Figs.  306A 
and  306f 

§  386.  The  Collom  Jig.— (See  Pigs.  308a-308c.)— This  is  an  accelerated  jig, 
formerly  made  of  wood,  but  now  generally  made  of  cast  iron.  As  made  by 
Charles  J.  Hodge,  the  iron  jig  tank,  f  inch. thick,  is  rectangular  above  with  two 
hoppers  AA  below.  In  each  hopper,  the  side  B  next  to  the  plunger  slopes  43®, 
the  other  three  sides  slope  50**,  down  to  a  base  4  inches  square.  The  upper 
part  of  the  tank  is  divided  by  two  longitudinal  partitions  CC  of  f-inch  iron 
into  three  nearly  equal  parts;  the  two  outside  ones  are  for  the  two  sieves,  each 
24X36  inches,  while  the  center  part  is  again  divided  by  a  cross  partition  D  of 
iron  into  two  parts,  each  22X17|  inches,  for  the  two  plungers.  Each  sieve 
has  its  own  plunger  and  the  bottom  of  each  plunger  compartment  is  closed 
by  a  horizontal  partition  covering  about  }  of  its  area ;  the  remaining  J,  which 
is  9fX10}  inches,  is  left  open  to  convey  out  the  impulse  to  its  sieve.  This 
restricted  opening  is  for  the  purpose  of  distributing  the  pulsion  to  the  more 
distant  parts  of  the  sieve.  The  hydraulic  water  is  introduced  into  the  hutch 
through  either  of  the  openings  at  E,  but  generally  at  the  head  end.    It  will 
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be  noticed  that  the  plunger  for  one  eieve  is  adjacent  to  the  head  half  of  the 
sieve,  and  for  the  other,  to  the  tail  half.  In  consequence  of  this  arrangement, 
the  two  sieves  are  called  head  plunger  sieve  and  tail  plunger  sieve  respectively. 
The  plunger  movement  consists  of  a  vertical  rod  F  attached  to  the  plunger 
P,  running  in  upper  and  lower  guides  00.  A  helical  spring  H,  in  state  of 
compression,  rests  on  the  lower  guide  and  presses  upward  against  a  collar  / 
on  the  rod  by  which  it  lifts  the  plunger  during  suction.  This  collar,  by  strik- 
ing the  upper  guide,  limits  the  upward  journey  of  the  plunger.  At  the  top  of 
the  rod,  a  cap  K  and  a  lock  nut  are  placed  and  upon  the  cap  a  rubber  buffer 
which  takes  the  blows  of  the  hammer.  These  blows  give  the  pulsion  to  the 
deve.  The  two  heavy  hammers  LL  are  at  the  ends  of  the  arms  of  a  double 
oscillating  bell  crank.  The  amount  of  the  blow  and,  therefore,  of  the  pulsion, 
can  be  varied  by  raising  or  lowering  the  cap.    Washers  may  be  put  beneath  or 


FIG.  306c. — CB08S  SECTION. 

above  the  spring  to  increase  its  compression  in  case  a  quicker  movement  during 
Boction  is  desired.  The  lower  guide  is  sometimes  made  adjustable  for  this  same 
purpose.  The  oscillating  bell  crank  is  driven  by  a  shaft  with  tight  and  loose 
pulleys,  fly-wheel,  crank  and  connecting  rod.  For  most  places  in  the  mill,  two 
or  three  jigging  tanks  are  connected  by  aprons  (see  Fig.  309).  Power  is  trans- 
mitted from  the  bell  crank  of  the  first  by  connecting  rod  to  that  of  the  second, 
and  in  the  same  way  from  the  second  to  the  third.  The  sieves  on  each  side  act 
together  in  tandem  connection,  tiie  second  re-treating  the  tailings  of  the  first 
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FIO,  30$d— TOP 
VIEW  OF  ECCEK- 
T£IC  IK  lULL  37. 


FIO,  306^,— END  ELEVA- 
TION OF  ECCENTRIC  LOOK- 
1^<1  IN   DIRECTION  AB^ 


FIO.     306/. — END     ELEVATION 

OF        Ey::CENTRIC        WITH        FIG       SOGflT. —SECTION     ON 
STRAP     REMOVED,     LOOK-  CD. 

ING   IN   DIRECTION  j9^. 
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FIG.       306ft. — ^ENLARGED       ELEVA- 
TION     OP      AUTOMATIC      DIS-     *: 
CHARGE  IN  MILL  37. 


PIG.  306f. — ENLARGED  PLAN. 
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PIG,    307. — 8ECTI0^'    OF   TWO-SIEVE   HARZ    JIG   OF   MILL   37. 
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and  the  third  of  the  second.  The  two  sides  are^  therefore^  in  effect  two  sepa- 
rate jigs  with  two  or  three  compartments,  and  may  be  treating  two  separate 
products^  each  with  its  own  special  adjustments.  The  author  hi^  treated  them 
as  such  in  every  case. 

The  eccentricity  of  the  crank  (see  Fig.  3086 ),  is  1^  inches;  the  length  of 
the  vertical  and  horizontal  arms  of  the  bell  cranJc  are  8^  inches  and  9^  inches 
respectively,  giving  the  total  movement  of  the  hammer  to  be  2.72  inches.  The 
plunger  throw  used  in  the  mills  ranges  from  f  inch  to  f^  inch.  The  hammer, 
therefore,  strikes  its  blow  when  very  near  the  end  of  its  stroke,  but  its  motion 
is  suj£ciently  rapid  to  give  a  quick,  sharp  down  stroke  to  the  plunger^  and  since 


FIG.  308a. — ^END  VIEW  OP  OOLLOM  JIG. 


FIG.  3086. — BEDB  SECTION. 


FIG.  308c. — PLAN. 

the  spring  returns  the  plunger  slowly,  it  is  an  accelerated  jig.  On  account  of 
the  diflRculty  of  lifting  a  heavy  jigging  bed,  the  tail  boards  of  this  jig  are  set 
low.     They  vary  in  the  mills  from  3  to  3^  inches  in  height 

The  advantages  of  the  Collom  jig  are:  (1)  It  is  an  accelerated  jig,  reducing 
the  speed  during  suction,  preventing  the  blinding  of  the  sieve  and  the  forma- 
tion of  hard  banks.  This  probably  actually  diminishes  suction,  owing  to  the 
leak  of  the  plunger  and  the  inflow  of  the  hydraulic  water  beneath  the  sieve. 
(2)  The  throw  can  be  adjusted  in  a  moment  while  the  jig  is  at  work,  placing 
this  among  the  frequently  used  adjustments.     (3)  The  whole  machine  is  open 
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and  free  from  obstructions  and  very  handy  to  work.  These  advantages  are 
obtained  by  a  sacrifice  of  plunger  area  and  by  a  restriction  of  the  opening  be^ 
tween  the  plunger  and  sieve  compartments. 

In  Mill  35  Collom  and  Harz  jigs  have  been  run  side  by  side  and  the  follow- 
ing opinions  are  given  as  a  result:  The  Collom  jig  uses  more  water  than  the 
Harz  and  has  less  capacity^  four  Harz  jigs  being  thought  to  do  the  work  of 
eight  Golloms.  The  Collom  ji^  has  a  higher  running  cost^  owing  to  springs 
which  have  to  be  frequently  replaced. 

At  Lake  Superior  tne  roughing  jigs  probably  do  quite  as  much  work  as  would 
a  Harz  jig  if  similarly  placed,  while  the  fine  finishing  jigs  do  less  than  any  Harz 
known  to  the  author^  but  there  are  no  Harz  jigs  doing  that  class  of  work  with 
which  to  make  a  fair  comparison. 

Thjd  use  of  the  Collom  jig  is  restricted  to  certain  localities.    It  is  used  in 


PIG.  309. — WOODEN  COLLOM  JIG  SHOWING  TANDEM   CONNECTION. 


Mill  35  and  at  Broken  Hill,  Australia,  upon  silver  lead  ores,  in  Mill  42  upon 
copper  silver  ores,  and  in  Mills  44,  45,  46,  47  and  48  upon  native  copper. 
While  it  is  standard  in  all  these  mills  except  35,  its  use  does  not  seem  to  be  on 
the  increase.  In  fact  there  is  a  tendency  even  at  Lake  Superior  in  working  the 
coarse  material  to  design  new  jigs  which  shall' have  the  advantage  of  the  Col- 
lom, but  have  the  more  positive  motion  of  the  Harz  jig,  while  on  the  finer 
material  they  are  being  driven  out  in  many  cases  by  tables  of  the  Wilfley  type. 
§  387.  Modifications  op  the  Collom  Jig. — In  Mill  13  the  Collom  jig  i» 
used  as  a  single  compartment  jig,  that  is,  two  sieves  are  mounted  in  one  tank, 
side  by  side,  and  the  tailing  are  waste  after  passing  over  one  sieve.  The  tail 
board  is  5  inches  high  and  the  machines  are  jigging  grains  up  to  }  inch  in 
diameter,  all  of  the  concentrates  going  into  the  hutch.  Owing  to  the  extraor- 
dinarily heavy  work,  the  common  helical  springs  of  steel  or  brass  gave  great 
trouble^  breaking  at  times  as  many  as  six  per  day  on  eight  sieves.    A  flat  steel 
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FIG.  310a. — ^BLEVATION 
OF  DUDLEY  SPRING 
AT  MILL  13. 


PIG.  3106.— PLAN. 


FIG.       311. — ^BVANS       JIO 
KBCHANISM. 


FIG.  312a. — ^LONGITUDINAL  SBCTION  OF  THE 
PAB80N8  AND   FISHEB   JIG. 


PIG.  3126.— TRAKSVEE8B 
SECTION. 
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FIG.  312c. — TOP  VIEW, 


FIG.  312rf.— SECTIOK  i.^ 

TOP  VIEW  OF ; 


A,  Jig  Box.  F,  Piston  Plates.  K,  Spade  Handle.  O.  Shaft. 

B.  Screen  Frames.  G.  Piston  Rod.  L.  Pitman.  P.  Journal  Box. 
C  Tailing  Spout.  H.  Stuffing  Box.  M,  Eccentric.  Q.  Pulley. 

D.  Jig  Cylinder.  /.  Gland.  K  Yoke.  R,  Loose  Ck)llar. 

M  Packing  Ring.  /.  Guide  Box. 
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spring  (see  Pigs.  310d  and  3106),  invented  by  A.  P.  Dndley,  has  been  adopted, 
which  lasts  six  months.  This  is  a  flat  steel  spring  with  both  ends  forked  and 
the  two  ends  placed  under  the  lock  nuts  of  the  two  plungers.  The  spring  rests 
on  a  fulcrum  at  A  midway  between  the  plungers.  At  A  the  width  of  the  spring 
is  2\  inches,  while  the  thickness  for  heavy  work  is  |  inch  and  foi»- light  work, 
i  inch.  At  B  the  width  and  thickness  are  1^  and  ^  inches  respectively.  It 
will  be  seen  that  the  blow  of  the  hammer  upon  one  plunger  rod  causes  the  spring 
to  react  and  lift  the  other.  This  modifies  the  return  velocity  of  the  plunger 
by  causing  the  repose  at  the  lowest  point  perhaps  to  be  slightly  longer  and  the 
return  to  be  at  a  higher  speed. 

In  Mill  43  the  expense  of  the  springs  suggested  the  following  experiment: 
One  collar  was  attached  by  a  set  screw  to  the  neck  of  the  hammer;  a  secpnd  in 
the  same  manner  to  the  plunger  rod ;  a  connecting  rod  with  pin  joints  connected 
these  two  collars  to  each  other.  This  device  caused  the  plunger  to  rise  with 
the  hammer  and  did  away  with  the  spring  and  with  the  accelerated  and  retarded 
motion  of  the  CoUom  jig,  making  it  virtually  a  Harz  movement.  This  arrange- 
ment not  only  saved  the  cost  of  springs,  but  it  caused  the  jigs  to  do  better  work. 
The  Evans  jig,  used  in  Mill  38,  is  a  CoUom  jig  which  heis  been  modified  so 
as  to  get  a  rectilinear  motion  (Harz  type),  (see  Fig.  311),  consisting  of  an 
adjustable  eccentric  A,  a  friction  ring  B,  two  horizontal  cross  bars  C,  one 
above  and  one  below,  with  sliding  bearings^  two  plunger  rods  D  held  to  the 
cross  bars  by  lock  nuts  E  and  running  in  four  guides  F,  and  held  to  the 
plunger  P  by  nuts  0  above  and  below.  The  shaft  8  runs  across  above  the  center 
of  the  two  plungers  and  drives  them  both  in  opposite  phases  of  the  movement. 

The  jigging  tank  is  divided  by  longitudinal  partitions  into  halves  below,  and 
into  four  parts  above.  The  under  parts  consist  of  two  hoppers  leading  to  the 
spigots.  The  upper  divisions  consist  of  two  sieve  compartments  outside  and 
two  plunger  compartments  inside;  the  latter  are  half  the  width  of  the  former, 
but  are  of  the  same  length.  It  will  be  seen,  therefore,  that,  unlike  the  CoUom 
jig,  the  sieve  receives  symmetrical  action  of  the  plunger  throughout  its  entire 
length* 

Charles  J.  Hodge,  of  Lake  Superior,  has  designed  two  jigs,  both  of  which 
have  much  the  same  arrangement  of  sieve  and  plunger  compartments  as  the 
Evans  jig ;  one  form  has  the  Harz  plunger  motion ;  the  other  has  a  positive  accel- 
erated and  retarded  motion  obtained  by  the  disc  transmission  (see  §410). 

§388.  The  Parsons  and  Fisher  Jig. — (See  Figs.  312a-312d.) — This  in 
effect  belongs  to  the  Harz  type.     It  is  mounted  in  pairs  of  two  jigs  with  two 
sieves  each,  four  sieves  in  all,  in  one  tank.     The  net  jigging  size  of  the  sieves  is 
22X37  inches.     The  plungers  are  arranged  to  do  away  with  the  plunger  com- 
partments by  placing  a  plunger  for  each  jig  in  the  vertical  partition  between  its 
two  sieves.     This  plunger  is  circular  and  executes  its  reciprocating  motion  in 
a  short  cast  iron  cylinder,  15^  inches  in  diameter  and  4  inches  long,  built  into 
the  partition.     It  is  driven  by  a  horizontal  piston  rod  coming  in  through  a 
stuffing  box  in  the  head  end  of  the  hutch  of  the  first  sieve,  connected  to  an  eccen- 
tric through  a  cross  head  and  connecting  rod.     The  pistons  of  the  two  jigs  are 
driven  from  the  same  shaft  by  one  pulley  and  belt.     The  piston  is  of  wood  1 
inch  thick,  made  tight  by  a  steel  spring  packing  ring  and  iron  followers.     On 
its  forward  motion  it  gives  pulsion  to  the  second  sieve  and  suction  to  the  first; 
on  its  return  motion  the  effects  on  the  two  sieves  are  reversed.     The  hydraulic 
water  is  admitted  into  both  hutches  and*  not  into  one  only  as  shown  in  Fig.  312c. 
This  jig  is  used  as  the  No.  4  jig  in  Mill  24  and  as  the  No.  1  jig  in  Mill  25. 
In  the  latter  case  it  has  two  spigots  in  each  hutch.     One  is  J  inch  in  diameter 
and  flows  continuously.     The  other  is  1  inch  in  diameter  and  is  drawn  down 
occasionally  to  let  out  the  ore  that  has  collected.     In  this  mill  the  jig  is  fed 
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with  unsized  product  passing  through  a  6-mm.  round  hole  and  treats  10  tons 
per  24  hours,  using  a  sieve  with  holes  2.8X3.0  mm.  It  uses  in  the  hutch^ 
of  a  single  jig  25,000  gallons  of  water  in  24  hours,  and  for  feed  water,  23,000 
to  26,000  gallons. 

The  advantage  of  this  jig  is  its  economy  of  space,  and  it  is  probably  the 
handiest  jig  on  the  whole  list  to  work  around.  The  disadvantages  are  the 
troublesome  wear  of  the  piston  and  stuffing  box,  both  of  which  have  to  work  in 
gritty  water,  and  the  inaccessibility  of  the  piston. 

§389.  MoLakahan's  Jiq  has  no  acceleration.  It  is  a  single  sieve  jig  for 
jigging  iron  ore.  As  shown  in  Fig.  313,  it  has  a  circular,  tight  fitting  plunger^l 
at  the  head  end  of  the  sieve  instead  of  at  the  side.  The  lattice  bars  B  support- 
ing the  sieve  are  given  a  slope  upward  toward  the  tail  of  the  sieve,  which  causes 
the  pulsion  water  to  convey  forward  the  ore  at  the  same  time  that  it  lifts  it 
The  concentrates  pass  out  at  the  tail  end  through  two  gate  and  dam  discharges 
to  a  compartment  below,  from  which  they  are  drawn  periodically  by  a  gate. 
The  tailings  flow  with  the  water  direct  to  another  compartment  below  from 
which  they  are  withdrawn  by  a  bucket  elevator,  while  the  water  flows  around 
the  side  of  the  jig  to  the  head  end  and  is  there  drawn  into  the  hutch  through  a 


PIG.    313. — LONGITUDINAL   VERTICAL   SECTION    OF   MCLANAHAN's   JIG   AND  TANK. 

check  valve  V  by  the  suction  of  the  plunger.  It  is,  therefore,  a  true  pulsion 
jig.     Pour  sieves  are  generally  mounted  in  one  tank. 

§  390.  CiBCULAB  Jigs. — The  Bilharz  circular  plunger  jig  uses  direct  eccentric 
motion.  It  is  designed  for  slimes.  This  has  a  circular  jigging  tank  with  aa 
annular  sieve  2.36  m.  outside  diameter  and  a  central  plunger  0.880  m.  in  diame- 
ter, and  makes  180  strokes  per  minute.  The  hutch  is  cylindrical  outside,  while 
in  its  center  is  a  truncated  cone  whose  lower  base  is  equal  to  the  base  of  the 
cylinder.  The  ore  is  fed  by  a  central  distributor  all  around  the  inner  circum- 
ference of  the  sieve,  and  tailings  discharge  around  the  outer  circumference.  It 
treats  12  to  14  tons  (dry  weight)  of  slime  in  10  hours.  The  advantage  of  this 
form  of  jig  is  its  compactness.  The  disadvantage  is  that  a  series  of  sieves  for 
making  a  series  of  products  is  impossible.  It  does  not  seem  to  have  found 
favor  either  in  this  country  or  in  Europe. 

R.  Hunt^^  describes  a  form  similar  to  the  Bilharz,  which  he  calls  a  slime  or 
huddle  jig.  The  outer  diameter  of  its  sieve  is  9  feet,  and  of  its  plunger  3  feet 
It  has  a  sieve  with  IJ-mm.  holes,  and  its  bottom  bed  consists  of  J-inch  stuff,  ^ 
inches  deep.  For  slime,  with  scarcely  a  sandy  feel,  the  piston  stroke  should  be 
about  \  inch  and  the  number  not  less  than  300  per  minute.     Its  capacity  is 
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nearly  double  that  of  a  round  buddle  25  feet  in  diameter  and  its  tailings  are 
cleaner.    It  uses  18  gallons  of  clear  water  per  minute. 

A  circular  jig  was  used,  as  jigs  No.  6  and  No.  7,  in  Mill  42,  for  re-treating 
tailings  of  the  coarser  classifier  jigs;  it,  however,  has  been  replaced  by  CoUom 
jigs. 

§  391.  The  Bauh  Jig. — (See  Fig.  314.) — This  is  an  accelerated  jig,  used  for 
coal.  It  has  plunger  compartment  A  and  sieve  compartment  B,  but  substitutes  for 
the  plunger  the  action  of  compressed  air  directly  upon  the  surface  of  the  water. 
The  return  of  the  water  is  by  gravity.  This  gives  a  pulsion  of  the  desired 
strength  with  little  or  no  suc- 
tion. The  admission  and  ex- 
haust of  compressed  air  is  by 
a  piston  valve  a  operated  by  an 
eccentric.  The  valve  is  spe- 
cially derigned  to  give  full 
opening  during  pulsion  and  an 
instant  of  closure  between  the 
close  of  admission  and  the 
opening  of  exhaust,  during 
which  the  air  can  expand.  The 
number  of  strokes  per  minute 
varies  from  60  to  75  for  coarse 
coal  and  76  to  100  for  fine. 
The  air  pressure  is  40  to  50 
pounds  per  square  inch. 

Its  advantages  are  that  the 
rise  of  water  is  accelerated 
during  the  whole  stroke,  and 
the  amount  of  suction  is  small ; 
its  disadvantages  are  that  the 
jig  requires  both  pipes  and 
shafts  for  its  power  connec- 
tions, and  the  slow  speed  would 
be  against  it  for  use  on  ore  in 
American  mills. 

§  392.  Francou  Jig.— This 
is  an  accelerated,  steam  jig 
which,  instead  of  using  an  ec- 
centric, has  a  nicely  fitted  pis- 
ton and  cylinder  to  impart  the 
motion  to  the  water,  and  the 
piston  rod  connects  directly  with  a  steam  piston  and  cylinder  above,  which  lifts 
the  jigging  piston,  and  allows  it  to  fall  by  gravity.  Additional  weights  are 
added  as  needed.  The  claim  is  constant  pressure,  so  that  if  the  jig  bed  is  tight 
there  is  less  action;  if  loose,  more  action.  The  author  doubts  the  wisdom  of 
this  departure  from  the  positive  action  of  an  eccentric,  as  the  cost  of  running 
little  engines  distributed  about  a  mill,  is  not  an  economical  use  of  power. 

Hand  Jigs  with  Fixed  Sieves. — ^A  fixed  sieve  jig  run  by  hand  has  been 
tried  in  France  for  washing  coal.  Small  testing  jigs  with  fixed  sieves  and 
driven  by  hand,  are  used  to  some  extent  in  this  country  and  are  described 
under  Testing  in  Chapter  XXI. 

§  393.  The  XJtsch  Jig  is  an  accelerated,  multi-sieve  jig,  each  sieve  having 
its  own  side  plunger.  The  sieves  each  slope  a  little  in  the  direction  of  motion 
of  the  ore  and  there  is  a  slight  drop  from  one  to  the  next.    Instead  of  having 
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the  lightest  portion  pass  from  an  earlier  to  a  later  sieve  over  a  tail  board,  the 
heavier  grains  pass  on  b«:ieath  a  gate.  The  jig  is  therefore  re-treating  the 
heavier  product  at  each  successive  compartment,  instead  of  the  lighter,  as  is 
usual  with  jigs.  The  successive  top  layers  are  removed  by  devices  worlang  on 
the  principle  of  the  gate  and  dam  discharge  (see  §432)^  so  arranged  that  the 
first  shall  take  the  lightest  and  the  last  the  heaviest  grains,  and  the  others  graded 
between.  The  machine  is  described  as  being  tried  at  Ammeberg,  Sweden,  in 
competition  with  a  Harz  jig,  and  the  latter  proved  slightly  more  advantageous, 
owing  to  its  easier  repairs  and  higher  capacity.  It  is  mentioned  here  simply 
to  illustrate  the  principle. 

§  394.  Under-Piston  Jigs. — In  these  jigs  the  whole  bed  is  moved  only  dur- 
ing pulsion.  These  have  a  horizontal  piston  beneath  the  sieve  oscillating  ver- 
tically. Either  the  hydraulic  water  is  admitted  beneath  the  piston  and  passes 
up  through  check-valves  in  the  piston^  thereby  cutting  down  suction,  an  instance 
of  which  is  the  machine  described  by  Rittinger,  or  the  hydraulic  water  is  ad- 
mitted above  the  piston  and  the  latter  has  no  check-valves ;  of  this  the  Diescher 
coal  jig  is  an  instance  used  at  the  present  day  in  this  country.  In  both  cases, 
the  piston  is  constructed  with  a  few  small  holes,  so  that  any  material  that  passes 
through  the  sieve  can  pass  down  through  the  piston  continually  or  be  drawn 
down  intermittently.  This  form  of  jig  guarantees  an  even  pulsion  all  over  the 
sieve  and  it  is  compact,  but  the  plunger  is  not  easily  accessible. 

Rittinger's  jigging  pump  (setzpumpe)  is  an  under-piston  jig  having  a  tight 
fitting  piston  with  valves  in  it  to  let  water  up  through,  and  valves  below  to  pre- 
vent a  backward  flow,  thereby  making  it  a  pulsion  jig  with  no  suction  whatever. 

§395.  The  Siphon  Sbpabatob  (Heberwdsche),  used  at  Mechemich,  is  a 
continuous  hindered  settling  washer.  As  shown  in  Pigs.  315a-315c  this  ap- 
paratus resembles  the  deep  pocket  classifiers  in  having  deep  pits  for  concentra- 
tion placed  in  the  bottom  of  a  conveying  trough.  It  differs  from  those  classi- 
fiers in  having  vertical  sides  to  the  pocket,  in  having  the  pocket  and  the  sorting 
column  one  and  the  same,  in  having  a  resMcted  intermittent  discharge  from  the 
spigot,  and  finally,  as  a  result  of  all  these,  and  a  more  conspicuous  difference 
than  all  the  rest,  namely^  in  having  the  whole  pocket  filled  with  sand  which  is 
being  sorted  under  hindered  settling  conditions,  by  a  continaous  upward  cur- 
rent  distributed  over  its  whole  area. 

The  appasatus  is  a  tank  made  of  boiler  iron  attached  beneath,  and  by  the 
aide  of  the  conveying  trough  O.  The  tank  has  two  main  compartments:  B, 
the  pocket,  and  E  the  water  reservoir.  At  the  bottom  of  the  pocket  £  is  a 
screen,  bb,  made  as  a  flat  hopper  for  admitting  water  from  E  to  B  and  for 
preventing  the  sand  in  the  pocket  from  finding  its  way  into  E,  At  the  apex  of 
this  hopper-shaped  sieve  is  a  pipe  q,  venting  into  a  launder  r,  with  a  plug  p,  to 
clear  it  out  if  it  becomes  clogged.  This  pipe  g^  has  a  plug  v,  which  closes  or 
opens  it  for  the  passage  of  sand  or  water.  The  hydraulic  water  is  fed  in 
through  the  cock  a,  into  the  small  compartment  A  of  the  tank,  the  plunger 
stream  being  broken  by  the  screen  u;  thence  it  flows  up  through  B,  doing  the 
work  of  soiling.  When  the  accumulation  of  heavy  ore  upon  the  sieve  b,  be- 
comes so  great  as  to  hinder  this  current,  the  floats,  in  the  little  compartment  C, 
rises  and  operates  the  lever  h,  on  the  pivot  i,  opening  the  plug  v,  by  the  rod  dv, 
and  thereby  discharging  the  accumulation  of  concentrates.  This  act  loosens 
the  sand  bed  in  B,  relieves  the  pressure  in  E,  allows  the  float  Sj  and  the  plug  v, 
to  return  to  their  places  and  the  period  of  accumulation  to  start  again.  The 
two  adjustments  are  the  hydraulic  water  a,  which  regulates  the  amount  of 
Borting,  and  the  rod  /  of  the  float  S,  which  causes  the  float  to  be  lifted  by  little 
or  much  accumulation  of  concentrates,  as  may  be  desired.  The  apparatus  may 
have  one,  two  or  three  pockets,  as  desired. 
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An  apparatns  with  three  pockets^  all  of  the  size  indicated  in  the  figure^  treats 
at  Mechemich  stuff  from  5  mm.  diameter  downward^  at  the  rate  of  8  to  9 


FIG.  315a. — SIDE  VIEW  OP  THE 
SIPHON  SEPARATOB^  (  HcbeV' 


FIG.  3156. — END  VIEW. 


KG.  315c. — ^PUIN. 
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cubic  meters  per  hour  (dry  measure),  or  about  17  to  20  tons,  and  yields  first 
spigot,  galena  nodules  for  stamps ;  second  and  third  spigots  to  another  washer. 
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and  overflow  to  pointed  boxes.    The  water  used  is  45  cubic  meters  per  hour. 
In  the  washing  and  re-washing  at  these  works,  there  are  124  of  these  used. 

It  has  remarkably  high  capacity  and  low  cost,  and  on  material  free  from  in- 
cluded grains,  does  work  equal  to  a  pulsion  jig,  that  is  to  say,  a  jig  which  has 
no  suction.  It  has  not  yet  found  its  way  into  mills  in  the  United  States^  but 
the  position  of  the  intermediary  jig  would  be  a  natural  place  in  which  to  try  it 

Gbneral  Considerationb  of  Jigs. 

The  jigs  just  described  represent  leading  types  of  good  modem  practic^  to- 
gether with  others  which  are  inserted  simply  to  illustrate  principles.  Consider- 
able variation  is  found  in  certain  of  the  details  and  the  engineer  will  welcome 
the  opportunity  to  select  from  these.  To  meet  this  demand,  the  following  re- 
marks are  made. 

§  396.  Frames. — ^Wooden  frames  are  generally  used  on  the  Harz,  the  slid- 
ing block  and  the  crank  arm  jigs  (see  §  408  and  §  409),  to  bind  the  jig  tuik 
together  and  to  support  the  mechanism.  There  is  one  more  set  than  tiiere  are 
sieves  of  the  jigs.  Each  set  consists  of  a  cap,  two  posts,  or  three  posts  where 
two  jigs  are  framed  together  back  to  back,  and  a  sill,  all  notched  and  bolted 
together  and  further  strengthened  by  horizontal  tie  rods.  The  dimensions  of 
these  pieces  in  some  of  the  mills  are  shown  in  Table  269. 


TABLE   269 

. — ^FBAMES  AND  TIE  RODS. 

MiUNo. 

Number  of 
StoTesliiJig. 

SlaeoC 
Cap. 

SiMOf 
Posts. 

Siaeof 
SUL 

Mumber  of 

Tie  Rods 

Used  per  Set 

IMsmeter 
ofTleBodi. 

Q 

Incbflt. 
6x10 
6x8 
4x6 
6x8 
6x8 

Inches. 
5x6 
4x6 

6jk6 
(6)6x5H 

Inches. 

t* 

16  (ooane  Jiir). 

6x6 
4x4 

6x6 
6x6 

4 
(c)Noiie. 

8 

N 

15  (fine  llirtT. 

S 

18.™:...:.:.:!....::;.:.:; 

80 

8 

87 

(a)  This  jig  hss  also  s  8x4-l]ich  post  at  either  end  of  Its  longitudinal  partition  oonneoted  bj  two  tie  rodf 
KiDch  in  diameter.  (6)  In  this  miU  two  Jigs  are  framed  together  so  that  each  set  has  a  third  post,  Mi^i 
inches  (see  Figs.  806a-mc).  (c)  Tlie  posts  are  ▼ery  soUdlj  mortised  and  bolted  to  the  cap  and  slu,  so  that  do 
tie  bolts  are  used. 

Cast-iron  frames  are  sometimes  in  part  substituted  for  wooden  frames  hj 
putting  iron  standards  upon  all  the  cross  partitions  and  on  the  two  ends.  They 
are  bolted  at  the  ends  down  to  the  sills  below,  and  serve  to  support  the  eccentric 
shaft.  While  these  are  neater  to  look  at  and  make  the  sieves  more  open  and 
easy  to  approach,  they  do  not  furnish  buckstaves  for  the  tank.  This  deficiency 
is  in  part  made  up  by  several  tie  rods  running  through  the  cross  partitions  from 
side  to  side.  The  planks  of  the  tank  are  too  thin  to  support  properly  the  stand- 
ards. The  author,  however,  is  unable  to  quote  a  single  instance  of  this  being 
used  on  a  Harz  jig,  although  it  has  been  noticed  in  a  few  instances  on  accelerated 

Jigs- 

§  397.  Materials  for  Jig  Tanks. — ^Wood  is  the  usual  material.  Soft  wood 
is  more  commonly  used  than  hard.  It  is  generally  put  together  with  tongue 
and  groove  joints  and  is  held  together  and  supported  by  the  frame.  The  thick- 
ness of  planks  used  in  most  cases  is  2^  or  3  inches ;  sometimes  as  low  as  2  inches, 
or  even  less  is  found,  but  it  is  not  to  be  recommended  except  for  light  work. 
The  Cooley  jig  used  in  Southwest  Missouri  and  in  Mill  92,  is  built  up  of  2X4- 
inch  soft  pine  planks  spiked  flat  one  upon  the  other,  and  dovetailed  at  the 
comers  and  partition  joints. 

Cast  iron  jig  tanks  for  the  Collom  jigs  (see  Pigs.  308a-308c),  are  used  in 
Mills  44,  47  and  48.     Charles  J.  Hodge's  new  jig  and  the  Ferraris  jig  (see  Fig. 
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330)  y  used  at  Montepom,  Sardinia,  both  have  cast  iron  tanks.  Plate  iron  tanks 
are  used  in  the  Banm  coal  jig  (see  Fig.  314).  The  use  of  plate  iron  requires 
special  care  in  riveting  comers  with  angle  iron,  owing  to  the  constant  jar  and 
Tacking  action  of  the  plunger  movement.  Mine  waters  are  often  acid  and  when 
they  are  used  in  the  mill,  frequent  applications  of  paint  are  needed  to  protect 
the  iron  sufficiently  to  prevent  its  decay.  The  cutting  off  of  forests  is  proceed- 
ing so  rapidly  that  the  use  of  cast  iron  or  plate  iron  for  jigs  will  probably 
increase. 

§398.  HuTOHSS. — ^The  development  of  the  modem  jig  may  thus  be  traced: 
The  first  continuous  jig  (Fig.  316),  had  a  square  tank  and  a  longitudinal  par- 
tition extending  but  Uttle  below  the  sieve.  The  bed  was  treated  very  unevenly; 
the  inner  part  was  too  active,  the  outer  too  stagnant.  Guide  boards  (Fig.  317), 
to  catch  and  appropriate  proportional  amounts  of  pulsion  for  each  part,  im- 
proved it  A  rounded,  tubular  tank  (Fig.  318),  improved  it  still  more,  but  was 
costly.  The  inner  cylindrical  bend  was  replaced  by  a  straight  partition  (Fig. 
319),  diminishing  expense  and  still  retaining  the  improved  quality.  The  last^ 
two,  however,  were  found  to  bank  with  sand  to  a  hopper  form,  as  indicated. 

^  ^  ^  t^ 

FIG.  316.      FIG.  317.        FIG.  318.        FIG.  319.       FIG.  320.      FIG.  321. 

So  the  next  step  was  to  make  the  hopper  of  wood  (Fig.  320),  and  at  the  same 
time  the  importance  of  elevating  the  sieve  some  distance  above  the  bottom  of 
the  partition  (see  §  399),  and  of  depressing  the  piston  below  the  sieve  (see  §402), 
was  recognized.  Finally,  the  side  hopper  for  discharging  the  hutch  near  the 
front  margin  (Fig.  321),  was  devised.  This  last  appears  to  be  the  Harz  jig  of 
to-day,  although  there  are  many  more  of  the  regular  hoppers  still  in  use  than 
of  the  side  hoppers.    A  few  of  the  cylindrical  bottomed  jigs  also  are  still  in  use. 

It  should  be  said  that  the  end  parts  of  the  hopper  are  generally  used  with  the 
side  parts,  but  they  are  left  out  of  the  cylindrical  bottomed  jigs.  In  case  they 
are  omitted,  two  spigots  for  each  hutch  should  be  used,  as  otherwise,  sand  banks 
will  fill  in  and  make  sand  hoppers.  Mill  18,  however,  has  side  parts  of  the 
hopper  only  with  but  one  spigot. 

Mill  30  has  a  rectangular  hutch  with  only  an  inclined  partition  extending 
from  the  spigot  part  way  across  the  hutch. 

Mill  22  has  a  side  hopper  with  the  rear  angle  between  the  sloping  bottom 
and  the  vertical  side  replaced  by  a  cylindrical  surface,  the  center  of  the  cylinder 
being  at  the  bottom  of  the  longitudinal  partition.  It  is,  in  fact,  a  side  hopper 
modified  by  a  cylinder. 

The  Stutz  coal  jig  has  a  false  bottom  or  hutch  with  holes  in  it  through  which 
slime  may  settle  to  the  tme  hutch  below.  This  clarifies  the  hydraulic  water 
which  is  used  over  and  over  again. 

The  slope  of  the  hutches  in  a  few  of  the  mills  is  given  in  Table  270.    In 

TABLE  270. — SLOPE  OF  JIG  HUTCHES. 


Mm  No. 

Slope  of 
Ends. 

Slope  of 
Bides. 

Hill  No. 

Slope  of 
En^ 

«»* 

13    

Vertical. 
It 
46 

Defrreee. 
63 
46 
86 
44 
» 

29  (two-slere  jig) 

Defrreee. 

45 

48-60 

Vertical. 

68 

66 

66 

60 
88ft60 
40ftGO 

tS  feoAmellff't 

88  (Parsons) 

IK  ffliM  Aitti 

80 

87  (coarse  lijr) 

87  (line  11k)  (a^ 

S9  fthi«A-«i0ve  liar) 

(a)8eeFfgi 

B.306a-a06c. 
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regard  to  the  elope  of  hutches,  it  is  probably  true  that  a  much  smaller  slope  can 
be  used  safely  in  these  than  in  classifiers  without  trouble  from  the  material  lodg- 
ing on  the  sides,  owing  to  the  fact  that  the  oscillations  of  the  plunger  water 
tend  to  move  the  grains  on  a  slope,  where  without  them,  they  would  remain  at 
greet.  For  example,  in  Mills  15  and  22,  bottom  slopes  of  35''  and  20''  respec- 
tively are  used.  The  author  cannot  state  positively  that  sand  does  not  lodge 
on  these  gentle  slopes,  but  the  jigs  are  doing  good  work  and  giving  no  trouble 
from  plugging  of  hutch  roigots. 

§  399.  Longitudinal  Fabtition. — The  depth  of  this  partition  below  tiie 
sieve  is  a  very  important  consideration.  If  not  deep  enough,  the  action  is 
uneven  upon  the  wnole  bed;  the  pulsion  is  too  strong  on  the  side  next  to  the 
partition,  too  weak  on  the  farther  side;  if  too  deep,  unnecessary  height  and 
clumsiness  are  given  to  the  jig.  The  depths  in  the  mills,  as  shown  in  Table 
271,  range  from  3  inches  in  Mill  20  up  to  12  inches  in  Mills  9,  15,  22  and  37. 

In  Mill  38,  8  inches  depth  for  a  sieve  24  inches  wide,  that  is  to  say,  a  ratio 
of  0.333,  was  found  to  be  too  little  for  the  coarser  sizes,  but  to  work  satisfac- 
torily for  the  finer.  Also  for  the  Evans  jig,  with  a  sieve  18|  inches  wide,  a 
partition  4  inches  deep,  or  with  a  ratio  of  0.213,  was  found  to  be  too  little  and 
8  inches,  or  a  ratio  of  0.427,  was  found  to  work  well.  In  Mill  9  jigging  f-inch 
stuff.  No.  1  jigs,  30  inches  wide,  have  a  depth  of  partition  of  10  to  12  inches,  or 
a  ratio  of  0.33  to  0.40,  which  is  satisfactory.  Mill  37  whose  jigs  have  been 
taken  by  the  author  as  standard,  uses  a  ratio  of  at  least  0.48  on  all  jigs. 
These  facts  seem  to  point  to  0.4  as  a  ratio  for  coarse  jigs  and  0.33  for  fine. 
These  figures  are  to  apply  to  the  last  sieve  of  a  jig,  since  it  is  there  that  the 
depth  of  the  partition  is  less  than  at  any  other  point. 

To  illustrate  the  practice  in  the  mills,  the  ratio  has  been  computed  from  as 
many  jigs  as  possible  and  they  are  given  in  Table  271.  They  show  more  or  less 
irregularity,  but  as  a  rule,  are  above  those  advanced  by  the  author. 
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TABLE  271. — CONSTRUCTION  OF  JI08. — Continued. 
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271. — CONSTRUCTION  OF  JIGS. — Continued. 
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TABLK  271. — CONSTBUOTION  OF  JI08. — Continued. 
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they  are  for  tiie  different  oompartments  of  the  Jiff  taken  in  order 


_     (a)  Where  tiro  or  more  values  are 

from  the  first  sieve  to  the  h»t  (6)  A  ^Ishorj  Jig,  which  Is  of  the  Han  type,  (e)  This  Jig  is  really  twojlgs 
Disced  head  to  hevl,  each  having  two  sieves:  two  sieves  treat  10  to  5-min.  stulf  and  two  sievwi  treat  6  to 
S-mm.  stuff,  (d)  There  are  three  Han  Jigs  and  one  sliding  bloclc.  (e)  For  No.  9  Jigs  there  is  one  large  Jig  and 
two  smalljigs;  the  latter  were  made  bv  rearranging  a  fooi^sieve  jig  so  that  ore  is  fed  at  the  middle  croes 
dam  and  flows  both  ways.  (/^  This  Is  the  depth  below  the  ftrst  sievei  ig)  There  is  one  crank  arm  (not  used) 
and  one  Han.  (h)  Tliere  is  one  crank  arm  and  one  Han.  (t)  Graduated  from  4^  inches  on  flnt  sieve  to  4 
inches  on  last  sieve.  (J )  Bach  Jig  is  pracUcaUy  the  same  as  two  one-sieve  Jigs,  the  stuff  being  fed  at  tne  mid- 
dle ctosr  partition  and  going  both  ways.  (JiB)  iL  modified  CoUom  Jig  (eee  S  8^  (0  The  plunger  Is  forced  down 
by  a  cam  and  lifted  by  a  spnng. 

The  space  for  the  plunger  current,  even  when  the  hutch  product  is  present 
before  being  drawn  on^  should  at  no  point  be  less  in  area  of  section  than  the 
area  of  the  plunger.  This  is  a  good  rule  and  in  accordance  with  the  principles 
of  hydraulics.  There  are,  however,  many  jigs  whidi  violate  it  more  or  less  and 
yet  are  doing  work  which  is  regarded  as  satisfactory.  For  example,  there  are 
4,500  or  more  CoUom  jig  sieves  at  Lake  Superior,  in  all  of  which  the  plunger 
water  has  to  go  through  a  hole  that  is  but  little  more  than  one-quarter  tiie  area 
of  the  plunger. 

§  400.  The  Linings. — These  are  to  take  the  wear  on  the  plunger  side  and  to 
provide  for  holding  the  sieve  in  place  on  the  jigging  side.  They  are  made 
almost  invariably  of  wood.  The  No.  1  and  No.  2  jigs  of  Mill  39,  however,  have 
their  plunger  compartments  lined  with  iron.  In  Mill  30,  the  grain  of  the  wood 
in  the  plunger  lining  is  vertical  which  seems  the  logical  arrangement  The 
lining  on  the  sieve  compartment  is  generally  1  inch  thick  and  is  interrupted  or 
divided  into  two  parts  by  the  sieve  frame.  The  lower  part  forms  the  ledge  upon 
which  the  sieve  frame  rests,  while  the  upper  serves  as  a  cleat  to  hold  down  the 
sieve  frame.  The  importance  of  these  linings  in  giving  smooth  sides  to  the 
sieve  compartment  cannot  be  emphasized  too  much.  The  under  lining  should 
reach  down  so  far  that  all  irregular  currents  are  broken  up  before  they  reach 
the  oieve.  To  the  bottom  of  the  longitudinal  partition  is  probably  deep  enough. 
To  insure  this  result,  the  inside  of  the  sieve  frame  should  be  flush  with  the 
lining  above  and  below.  The  jig,  under  the  best  conditions  will  have  a  dead 
margin  all  around,  due  to  friction  on  the  sides,  but  this  precaution  will  reduce 
it  to  a  minimum. 

§  401.  Spigots  for  continuous  discharge  of  the  hutch  products  are  found 
in  a  great  variety  of  forms.  Most  of  those  used  for  hydraulic  classifiers  (see 
§  296),  may  be  used  on  jigs.  The  use  of  the  rising  discharge  on  fixed  sieve 
jigs,  however,  is  not  known  to  the  author. 

The  author  is  of  the  opinion  that  there  is  no  better  spigot  than  the  pipe  and 
plug,  which  is  probably  the  most  common.  It  has  the  advantages  that  it  yields 
a  full,  round  orifice  at  all  times ;  that  it  can  be  cleared  in  an  instant  if  plugged ; 
that  it  can  be  replaced  in  an  instant  by  the  next  size  larger  or  smaller,  if  found 
too  small  or  too  large ;  that  it  is  inexpensive  and  easily  replaced  when  worn  out ; 
that  the  attendant  is  not  tempted  to  be  adjusting  this  discharge,  which  should 
be  kept  constant  to  avoid  deranging  the  action  of  the  jig.  This  form  cannot, 
however,  be  stopped  or  opened  by  a  handle  from  above,  but  must  be  tended  bj 
hand. 
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The  size  of  the  spigot  will  be  ^-inch  pipe  for  the  fine  jigs.  Occasionally  f-inch 
pipe  has  heen  used  successfully  and  the  advantage  of  lessened  water  obtained 
In  Mill  24^  No.  1  jig  has  a  |-inch  spigot ;  in  Mill  25,  No.  3  jig  has  a  ^-inch  spigot 
At  Mill  31y  adjustable  triangular  gate  spigots  are  used  which  maintain  an  equila- 
teral opening.     Mill  26  uses  common  molasses  spigots  on  its  jigs. 

When  coarse  jigs  discharge  their  whole  product  through  the  sieve,  a  continu- 
ously running  spigot  large  enough  to  discharge  the  grains  without  choking  uses 
an  excessive  amount  of  water  and  some  intermittent  device  is  needed;  for  ez- 
amplCy  a  large  pipe  nipple,  1^  inches,  2  inches  or  more  in  diameter,  with  a 
wooden  plug  is  used.  At  Clausthal  and  other  works  an  inside  conical  plug  is 
used,  which  is  lifted  by  a  rod  coming  up  through  the  central  partition  to  a 
lever,  and  operated  from  time  to  time  by  hand  (see  Fig.  337). 

In  Mill  13,  using  modified  Collom  jigs,  where  material  in  the  hutch  has 
passed  through  sieves  with  holes  1}  inches,  }  inch  and  \  inch  in  diameter  re- 
spectively, pipes  A  are  used  against  the  flanged  ends  B  of  which  covers  C  are 

held  with  weighted  levers  D  (see  Fig.  322). 
The  diameters  of  the  pipes  for  the  above 
three  products  are  6  inches,  2  inches  and  6 
inches  respectively.  The  products  are  dis- 
charged upon  the  floor  below  the  jigs,  the 
jig  being  stopped  in  the  meantime.  The 
discharging  covers  are  opened  by  handles  E 
upon  the  jigging  floor. 

§  402.  The  Plungeb  is  generally  made  of 
practically  the  same  size  as  the  sieve  except 
in  jigs  of  the  Collom  type.  This  may  seem 
at  first  sight  a  useless  enlargement  of  the 
machine,  but  theoretically  it  is  the  best  prac- 
tice, as,  in  hydraulics,  for  even  work,  uni- 
form velocity  of  water  should  be  maintained 
at  all  parts  of  a  stream.  Where  the  plunger  is  smaller  than  the  sieve  it  must 
have  a  longer  stroke  to  do  the  same  work,  and  give,  therefore,  a  higher  velocity 
to  the  water,  and  this  high  speed  current  is  liable  to  reach  some  portion  of  the 
sieve  before  it  is  slowed  down  to  the  average  speed,  causing  violent  boiling  of 
that  portion  of  the  whole  bed,  while  other  portions  are  too  stagnant  and  dead. 
Of  the  mills  visited  10,  12,  15,  16,  17,  20,  22,  23,  26,  27,  30,  85,  87,  88  and 
92  have  all  their  jigs  with  the  plimger  the  same  size  as  the  sieve.  In  addition 
to  these  are  the  following:  Mill  9,  No.  1  jig;  Mill  21,  all  the  jigs  except  No. 
6 ;  Mill  24,-  two  of  the  No.  2  jigs  and  Nos.  5  and  6  jigs ;  Mill  25,  Nos.  2  and  3 
jigs;  Mill  32,  Nos.  5  to  10  jigs;  Mill  42,  No.  1  jig. 

TABLE    272. — SIZES   OP   SIEVES    AND   PLUNGERS. 


I    \w>»giii 
PIG.  322. — SPIGOT  AT  MILL  13. 


MUl  No. 

Jig  No. 

SfxeofSlere 
ComparUnent. 

Sfxe  of  Plunger 
Compartmfot. 

Percent  Plunfirer 

Area  Is  of  Sieve 

Area. 

9 

9 
All. 

1  8  and  3 
j  1  and  8 
}  8  to  IS 
8,8and4 

1    «tol8 
.  All. 
All. 

Inches. 
48x84 

84x18 
89x18 
84x80 

88x18 

IncheH. 
48x85 
88x18 
27x18 

80x18 
86x18 
84x18 

84x18 

78.7 
88.7 
97.0 
81.8 
88.S 
86.8 
90.0 

109.0 
98.8 
75.6 

119.6 

18 

j51 

M 

88 

8S 

87 

40 

80 
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The  jigs,  except  those  of  the  CoUom  type,  which  have  sieves  of  different  size 
from  these  are  given  in  Table  272.  The  table  shows  that  the  plunger  area  in 
no  case  is  less  than  three-fourths  of  the  sieve  area  in  the  most  of  the  mills. 
In  Mills  9  and  86  the  plunger  is  slightly  larger  than  the  sieve.  In  the  Collom 
jig  and  its  modifications,  as  well  as  in  the  Parsons  jig,  the  area  is  \  or  less,  as 
shown  in  Table  273. 

TABLE   273. — SIZES   OF   SIEVES    AND   PLUNOEBS. 


MiUNo. 


Jig  No. 


Kind  of  Jig. 


Sise  of  SloTe 
Compartment. 


Siae  of  Plunger 
Compartment. 


Percent  Plunger 

Area  is  of  SieTO 

Area. 


IS. 

24. 
26 
88. 
42 
44 
47, 
44 
46, 
4« 
47 
48. 


lands 
S 

4 

1 

StolS 

stoir 

1 
1 

2  to  16 

AU. 

AU. 
2to0 

AIL 


Collom 

OoUom 

Faraone  (a) 

Parsons  (a) 

ETiins 

Collom 

Cam  driven,  spring  return. 
Cam  driven,  spring  return, 


45x29 
lzS2 

*^ 

KlS 

k22 
86x24 


Inches. 


Collom. 


84x28 


16x28 
15K  diameter. 
16    diameter. 

84x10 
84x11 


16x28 


48.0 
48.6 
28.6 
21.7 
GO.O 
44.1 
89.4 
50.0 


47.1 


(a)  This  Jig  is  not  a  side-plunger  Jig,  strictly  speaking. 


Side  plunger  jigs  have  been  constructed  in  which  one  plunger  served  for  two 
sieves,  one  on  each  side  of  it^  thereby  making  the  sieve  area  double  the  plunger 
area.  This  arrangement^  however,  is  open  to  the  objection  that  it  is  poorly 
regulated,  that  is  to  say,  if  the  whole  bed  is  lighter  on  one  sieve  than  on  the 
other,  the  lighter  whole  bed  will  absorb  greater  pulsion,  where  it  really  needs 
less  than  the  other. 

The  height  of  the  walls  of  the  plunger  box  are  sufficient  to  prevent  water 
from  escaping.  The  cover  placed  over  the  compartment  restrains  the  swash 
due  to  waves. 

It  is  important  that  the  upper  face  of  the  plunger  should  never  be  high 
enough  to  suck  air  and  give  the  resulting  pounding  motion.  For  this  purpose, 
a  safe  rule  is  that  the  top  of  the  plunger  should  never,  even  at  the  top  of  the 
stroke,  be  above  the  level  of  the  sieve. 

In  regard  to  the  construction  of  the  plunger,  all  practice  agrees  that  to  pre- 
vent warping  and  twisting,  the  plunger  should  be  made  of  several  parts,  prefer- 
ably an  odd  number,  and  made  of  wood,  with  the  grain  running  lengthwise  on 
the  outside  layers  and  at  right  angles  on  alternate  pieces.  The  top  and  bottom 
parts,  where  three  are  used,  or  the  top,  middle  and  bottom,  where  five  are  used, 
are  of  the  full  size ;  the  other  parts  of  about  1  inch  smaller  length  and  width,  to 
give  one  or  two  rings,  respectively,  of  water  packing.  Linkenbach  recommends 
plungers  with  no  water  packing  rings,  but  has  the  sides  of  the  coarse  jig  plimger 
rounded  to  suit  the  eccentricity. 

§  403.  Cleabance  of  the  Plunger  and  its  Attachment  to  the  Connect- 
ing BoDS. — ^The  clearance  is  the  space  between  the  edges  of  the  plunger  and 
walls  of  the  compartment  in  which  it  moves.  A  space  is  needed  to  provide  for 
any  slight  swelling  of  the  wood  and  for  dirt  in  the  water,  so  that  the  plunger 
shall  not  lose  power  by  friction,  or  cause  wear  on  the  lining.  Since  the  plunger 
is  usually  driven  by  an  eccentric  without  a  cross  head,  the  rocking  motion  will 
require  either  an  increased  clearance  or  a  rounding  of  the  side  of  the  plunger. 
The  latter  may  easily  be  done  on  a  five-part  plunger  with  two  rings  of  water 
packing,  by  making  the  center  part  slightly  larger  than  the  top  and  bottom 
parts. 
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The  clearance  required  for  the  rocking  motion  is  comparatively  little;  for 
example,  with  a  plunger  rod  48  inches  lon^,  a  plunger  5  inches  thick  and  a 
throw  of  2  inches,  the  total  side  clearance  is  O.S  inch,  or  0.1  inch  on  each  side,  or  if 
it  is  gained  by  rounding  top  and  bottom  it  would  only  be  0.05  inch  shaved  off 
from  the  two  top  and  bottom  edges  of  the  sides,  leaving  the  center  width  un- 
a£Fected.  More  clearance  will  be  required  when  the  hutch  water  is  fed  above 
the  plunger  than  when  fed  below. 

It  should  be  said  that  as  clearance  increases,  the  action  of  the  piston  becomes 
less  and  less  positive;  for  example,  a  jig  with  a  heavy,  tight,  whole  bed,  will 
be  less  moved  by  a  loose  than  by  a  tight-fitting  plunger.  The  mill  man  who 
has  a  loose-fitting  plunger  overcomes  this  difficulty  by  giving  it  more  movement. 
The  advantage  of  a  tight-fitting  plunger  is  in  the  fact  that  it  will  recover  quickly 
if  overfed  with  heavy  material,  while  the  loose  plunger  will  not,  because  the 
attendant  would  not  be  likely  to  give  it  the  momentary  added  throw  required. 

Mill  37  has  a  clearance  of  about  \  inch  all  around  (see  Fig.  3066).  Mill 
30  uses  ^-inch  clearance  all  around  the  plunger,  and  the  blende  jigs  of  South- 
west Missouri  are  reported  to  have  the  same  clearance.  Bittinger  recommends 
for  under-piston  jigs,  without  rocking  motion,  a  clearance  of  A^  to  ^  inch  all 
around.  Vezin  holds  that  iV-iiich  clearance  all  around,  which  on  a  piston 
18X36  inches  yields  an  area  of  6.75  square  inches  or  1.04%  of  the  piston  area, 
usually  furnishes  sufficient  area  for  the  passage  of  the  water  and  for  other  pur- 
poses. Eunhardt,  (1884),  says  that  jig  plungers  in  Europe  have  \  inch  of 
play  on  all  their  vertical  sides. 

The  attachment  of  the  plunger  to  the  rods  differs  somewhat.  They  all  have 
wide  washers  above  and  below.  They  occasionally  have  a  shoulder  on  the  rod 
above  and  nut  below,  as  in  Mill  37  (Fig.  306c),  but  generally  have  nuts  both 
above  and  below  which  admit  of  adjustment  of  the  plunger  up  and  down. 

Mill  30  has  lock  nuts  above  and  below.  Mill  18  has  one  nut  above  and  lock 
nuts  below,  and  Mill  15  has  lock  nuts  above  and  one  nut  below.  The  author 
is  inclined  to  favor  the  first  of  the  three. 

§404.  Connecting  Bods. — The  common  practice  is  to  use  one  connecting 
rod,  running  from  the  eccentric  to  the  center  of  each  plunger.  This  is  screwed 
into  a  boss  0  on  the  lower  side  of  the  eccentric  strap  F  with  a  lock  nut  H  set 
up  against  the  boss  (see  Figs.  323a  and  323&),  or  the  eccentric  strap  has  an 
extension  downward  (see  Fig.  306c)  of  two  rods  and  a  cross  bar.  The  eccentric 
rod  is  held  to  this  cross  bar  by  nuts  above  and  below  it. 

In  exceptional  cases,  where  the  plunger  is  very  long,  two  rods  are  used ;  for 
example,  on  some  of  the  30X42-inch  blende  jigs  in  Southwest  Missouri,  also 
at  Przibram.  On  jigs  of  the  accelerated  types,  the  use  of  two  rods  is  more  com- 
mon, as  on  the  Wendt  jig  of  Mill  14  and  others.  On  coal  jigs  which  usually  have 
large  sieves,  it  is  the  rule  to  use  two  rods. 

In  one  Colorado  mill  a  double  Harz  jig  is  used  in  which  two  adjacent  plun- 
gers are  driven  by  only  one  shaft  and  eccentric  (see  Fig.  324).  The  sieves  are 
lb\  inches  wide  by  31  inches  long ;  the  plungers  are  9^  inches  wide  by  31  inches 
long.  The  disadvantage  is  that  the  two  adjacent  plungers  must  have  the  same 
throw,  but  this  may  not  be  serious,  as  the  hydraulic  water  can  equalize  the 
matter. 

The  plunger  receives  a  rocking  motion  from  the  eccentric  from  the  absence 
of  a  cross  head.  This  has  been  claimed  by  some  authorities  to  injure  the  even- 
ness of  the  current  upon  the  sieve,  but  others  think  this  effect  is  so  small  that 
it  can  be  neglected.  To  do  away  with  the  rocking  motion  of  the  plunger  at 
Przibram,  a  hinged  plunger  rod,  the  lower  part  of  which  runs  in  guides^  is 
used.  In  the  Diescher  coal  jig  the  arrangement  is  similar  except  that  the  guides 
are  done  away  with  and  a  horizontal  arm  with  one  end  attached  to  the  hinged 
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joint  and  the  other  end  pivoted  to  the  frame,  makes  the  line  of  motion  of  the 
plunger  practically  vertical.  At  Clausthal  the  plunger  rod  is  actuated  by  a 
short  rociing  arm,  and  this  again  by  a  long  rocking  arm,  the  two  arms  being 
pivoted  on  the  same  shaft.  The  long  arm  is  oscillated  by  a  crank  and  connecting 
rod.  The  rectilinear  motion  of  the  CoUom  jig  and  some  of  its  modifications,  has 
already  been  described  (see  §§  386  and  387).  In  jigs  with  the  crank  arm  and 
sliding  block  mechanisms  the  motion  is  practically  rectilinear,  owing  to  the  fact 

that  the  eccentric  or  plunger 

I ^^^  arm,  as  the  case  may  be,  gen- 

'   ^^  erally  rocks  back    and    forth 

over  a  small  arc,  instead  of 
making  a  complete  revolution. 
§405.  The  Eccentric. — 
This  must  have  the  right 
throw  to  suit  the  work  the  jig 
is  called  upon  to  do,  and  as 
the  work  varies  from  time  to 
time,  the  eccentrics  must  be 
adjustable.  The  eccentric 
should  have  a  graduated  scale 
to  show  at  once  the  amount  of 
throw  at  which  it  is  set.  The 
eccentricity,  to  meet  all  emer- 
gencies, must  be  greater  than 
that  which  is  likely  to  be  called 
J  313  j  for.    It  will  be  greater  for  the 


FIG.  3236. — SECTION. 


FIG.  323a. — ^ECCEN- 
TRIC AND  CON- 
NECTING ROD  IN 
MILL  30.  ELEVA- 
TION. 


FIG.  324. — ^DOUBLB  JIG  WITH 
ONE  SHAFT. 


coarse  products  and  less  for  the  fine.  For  further  discussion,  see  §§  451  and  452. 
Many  different  designs  for  making  this  adjustment  have  been  made.  In  Mill 
37  there  are  two  eccentrics  (see  Figs.  306d-306^),  one  outside  the  other.  The 
inner  eccentric  n  fits  upon  the  shaft  and  is  attached  to  it  by  two  set  screws  p. 
The  outer  r  fits  upon  the  eccentric  surface  of  the  inner  and  is  adjustable  in  any 
position  by  a  split  collar  and  bolt  8,  The  strap  i  slides  upon  the  surface  of 
the  outer  eccentric  and  conveys  the  movement  through  the  rod  to  the  plunger. 
The  eccentricity  of  each  is  ^  inch  and  the  throw  of  each  is  1  inch.  The  rela- 
tive position  of  the  outer  eccentric  upon  the  inner  causes  the  throws  of  the  two 
to  add  to  or  subtract  from  each  other,  so  that  the  throw  may  be  varied  from  0 
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to  2  inches.     A  pointed  u  on  the  inner  eccentric^  indicating  by  graduations  on 
the  outer,  serves  to  set  the  machine  at  any  given  throw. 

Mill  30  (see  Pigs.  323a  and  3236),  has  a  flanged  eccentric  wheel  C  with  an 
eccentricity  of  |  inch,  keyed  to  the  shaft  A  at  B.  Fitted  to  the  outer  surface 
of  this  is  a  second  eccentric  wheel  D  also  with  eccentricity  of  |  inch  and  capa- 
ble of  being  set  in  any  position  on  the  first,  at  which  position  it  is  held  by  two 
bolts  E  of  which  the  heads  take  hold  in  a  dovetail  groove  L  in  the  flange.  This 
combination  allows  a  variation  in  the  eccentricity  from  0  to  1^  inches,  or  in 
the  throw  from  0  to  2^  inches. 

A  form  commonly  used,  consists  of  a  concentric  disc  keyed  to  the  shaft  with 
an  eccentric  disc  held  to  its  face  by  two  bolts,  one  of  which  serves  as  a  hinge  for 
the  eccentric  disc  to  swing  upon,  while  the  other  holds  the  eccentric  disc  when  it 
has  been  swung  off  center  to  any  desired  throw.  The  Eccentric  disc  requires  in 
it  two  slots,  one  for  the  shaft,  the  other  for  the  second  bolt.  The  amount  of 
throw  is  graduated  on  the  edge  of  the  eccentric  disc  with  a  pointer  on  the  con- 
centric disc  and  can  be  easily  read. 

Ferraris  has  designed  an  adjustable  eccentric  with  a  positive  set  to  avoid  the 
possible  slipping  by  the  clamp  forms  just  described.  It  consists  of  an  inner 
eccentric  with  a  flange  and  an  outer  eccentric  on  the  inner.  The  two  throws  are 
capable  of  adding  to  or  subtracting  from  each  other,  as  those  in  Mills  30  and 
37,  In  the  outer  eccentric  there  are  five  holes  and  in  the  flange  of  the  inner 
eccentric  are  six  holes  which  bear  vernier  relation  to  those  in  the  outer.  By 
passing  a  bolt  through  only  one  hole  in  the  outer  eccentric  and  through  any  one 
of  the  holes  in  the  inner,  six  different  throws  may  be  obtained,  say  10,  20,  30, 
40,  50  or  60  mm.  By  using  also  any  one  of  the  other  four  holes  in  the  outer 
eccentric  the  difference  between  throws  may  be  cut  down  to  2  mm.  and  the  device 
will  thus  have  a  positive  set  for  throws  varying  by  2-mm.  intervals  from  0  to 
60  mm. 

Habermann**  has  enumerated  a  great  variety  of  different  forms,  to  which  the 
reader  is  referred. 

In  regard  to  the  relative  position  of  the  eccentrics  on  the  shaft,  the  almost 
universal  practice  is  to  set  the  eccentrics  on  the  shaft  so  that  all  the  pulsions  on 
the  several  sieves  take  place  approximately  at  the  same  instant.  In  Mill  30,  No. 
1  jig>  with  three  sieves,  has  its  eccentrics  placed  at  120®  with  each  other,  divid- 
ing the  circle  into  three  parts.  The  author  has  no  record  in  regard  to  the  other 
jigs  of  this  mill.  At  the  Breinigerberg  mine  at  Stolberg,  a  four-sieve  jig  has 
the  pulsions  of  contiguous  sieves  at  90®  with  each  other.  While  the  scheme  illus- 
trated in  these  two  instances  is  undoubtedly  a  better  distribution  of  power,  it  is 
doubtful  if  it  does  as  good  jigging  as  where  the  plungers  act  together.  Pulsion 
is  the  first  act  of  jigging;  suction  is  the  second,  and  it  would  seem  to  be  better 
to  feed  No.  2  sieve  during  its  pulsion  rather  than  during  its  suction.  This  is 
probably  better  done  with  the  eccentrics  working  together,  or  with  No.  1  slightly 
anticipating  No.  2,  than  when  No.  1  is  at  90®  or  120®  in  advance  of  No.  2. 

§  406.  Shaft  and  Pulleys. — ^There  is  generally  one  shaft  running  the  whole 
length  of  the  jig,  which  is  supported  upon  boxes  resting  upon  the  timber  frames, 
or  more  rarely  upon  special  pedestal  castings.  The  Cooley  jig  has  two  shafts  for 
its  seven  sieves  on  the  finishing  jig  used  in  Southwest  Missouri.  One  drives  the 
first  four  plungers  at  200  revolutions;  the  other  drives  the  last  three  plungers 
at  300  revolutions  per  minute.  The  diameter  of  the  shaft  varies  from  2^  to  3 
inches,  as  shown  in  Table  274. 

It  is  usual  to  drive  jigs  by  tight  and  loose  pulleys  to  avoid  the  interference 
which  would  otherwise  result  from  the  stops  which  are  needed  for  skimming, 
adjustment  or  repairs.  Where  the  use  of  the  jig  upon  a  given  product  is  still 
in  experimental  condition,  step  pullevvS  for  two  (\t  more  speeds  may  be  used  io 
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give  quickly  the  desired  change  in  speed.  Cone  pulleys  are  sometimes  used  for 
this  same  purpose.  When,  however,  the  most  favorable  speed  has  been  deter- 
mined, it  is  better,  for  simplicity,  to  use  one  size  only  of  pulley  for  each  jig. 

TABLE    274. — ^DIAMETERS    OF    SHAFTS. 


Mill  No. 

Diameter  of  Shaft. 
Inches. 

Number  of  Plumrt* rs 
Driven  from  the  Shaft. 

9 

8 

15 

18 

ffi 

27 

80* 

87  (fine  jig).... 

§407.  Accelerated  Mechanisms. — The  early  idea  of  jigging,  as  stated  hj 
Bittinger  and  others,  was  to  have  the  whole  bed  lifted  on  the  down  stroke  of  the 
plunger,  while  on  the  up  stroke  it  was  allowed  to  settle  back  again  in  as  nearly 
as  possible  still  water.  One  of  the  methods  of  reducing  suction  in  order  to  par- 
tially attain  this  end,  has  been  by  accelerated,  or,  as  they  are  sometimes  called,, 
slow  return  mechanisms ;  that  is,  mechanisms  which  give  a  quick  upward  motion 
of  the  water  through  the  whole  bed  oni  the  down  stroke,  and  a  slow  return  of  the 
water  on  the  up  stroke.  They  are  used  to-day  to  some  extent,  especially  on. 
coarse  jigs,  the  prevailing  idea  being  that  on  fine  jigs,  which  are  run  with  a  short 
stroke  and  a  high  number  of  strokes  per  minute,  the  difference  between  the  accel- 
erated mechanism  and  the  ordinary  eccentric  is  so  slight  as  to  cause  no  appreci- 
able difference  in  the  separation,  and  the  added  complications  of  the  former 
render  it  objectionable.  There  are  several  ways  of  producing  this  acceleration, 
the  most  important  of  which  will  now  be  described. 

§  408.  Sliding  Block  Mechanism  (see  Figs.  325a-325c),  is  a  device  for 
giving  a  rapid  movement  to  the  plunger  during  pulsion  and  a  slow  movement 


FIG.  325a. — ^enb  view  of  sliding  block  mechanism  at  hill  30. 

during  suction  or  return.  It  consists  of  a  driving  shaft  a  driven  by  the  pulley 
h  and  driving  the  crank  c;  a  plunger  shaft  d  with  short  arms  e  driving  the  plun- 
ger /.  Attached  to  the  plunger  shaft  (f  is  a  slotted  arm  g  with  a  sliding  block 
h  which  connectes  the  crank  pin  c  with  the  slotted  arm  g,  and  as  the  crank  c 
revolves,  the  block  h  slides  in  the  slotted  arm  and  causes  the  latter  to  move  over 
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a  space  which  has  i  for  its  highest  position  and  /  for  its  lowest.  This  distance 
ifi  traversed  on  the  down  stroke  while  c  moves  from  c^  to  c,  by  way  of  c,,  which 
is  a  short  arc.  The  return  stroke  is  brought  about  while  c  moves  from  c,  by  way 
of  c^  to  c^y  which  is  a  long  arc  It  follows  that  the  downward  pulsion  trans- 
mitted to  /  is  rapid,  while  the  upward  return  is  slow.  The  relative  difference 
between  these  spe^  may  be  increased  by  increasing  the  radius  of  c,  or  by  bnng- 
inga  nearer  to  d. 

^The  design  used  in  Mill  37  has  14  inches  between  centers  and  4  inches  radius 
of  driving  crank,  lliis  gives  a  variation  on  the  slotted  arm  of  acting  radius  from 
10  to  18  inches  in  length,  and  the  period  of  descent  is  40.7%  of  the  time  of  the 


FIO.  3266. — 8IDB  VIEW. 


FIG.      325c.— 8KBLBT0N      OP     MECHANISM. 

whole  stroke,  and  of  ascent  59.3%.  The  highest  velocity  in  the  middle  of  the 
down  stroke  is  1.8  times  the  velocity  at  the  middle  of  the  up  stroke. 

This  device  is  used  in  Mills  16,  17,  22,  31  and  37,  upon  only  the  coarse  jigs^ 
the  plain  eccentric  being  used  on  the  fine  jigs. 

The  adjustment  of  the  amount  of  stroke  is  obtained  by  lengthening  or  shorteB- 
ing  the  driving  radius,  the  crank  pin  moving  in  a  slot  on  its  crank.  The  details 
of  this  mechanism  in  the  mills  are  given  in  Table  275. 


TABLE    275. — SLIDING 

BLOCK   MECHANISM. 

MfllNo. 

T 

Jig  No. 

Radius  of 
DHjJjgAnn. 

Distance  Between 

OeateraofShafto. 

Inches. 

Radius  of 

Plunger  Ann. 

Inches. 

Ratio  of  Maximum 

Velocities  of  Down 

and  Up  Stroke. 

Ratio  of  Tbnei. 

UptoDovB 

Stroka 

16 

16 

« 

1  ' 

S 

S 

landf 

8 
S 

4« 

U 

14 

.OH 

?* 

1.545 
1.545 
1.10 
1.8 

i:S 

1.18 

JT 

4M 

1.45 
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The  advantages  of  the  sliding  block  mechanism  as  compared  with  the  plain 
eccentric  are^  that  it  gives  with  the  same  number  and  length  of  stroke  a  much 
quieter  suction^  which  has  less  tendency  to  blind  up  the  sieve  and  to  felt  together 
the  sand  into  a  hard  cake.  It  gives  also  a  parallel  action  of  the  plunger^  while 
the  plain  eccentric  gives  a  rocking  motion  faster  on  one  side  than  on  the  other. 
Mill  31  finds  after  running  the  two  jigs  side  by  side  that  the  sliding  block  keeps 
the  whole  bed  more  free.  Mill  39,  after  trying  both  jigs,  thinks  that,  while  the 
sliding  block  gives  a  better  action  on  the  plunger,  the  extra  cost  more  than  offsets 
the  advantage.  The  extent  of  the  bearing  surfaces  exposed  to  the  dust  in  the 
mill,  forms  a  serious  objection  to  the  sliding  block  mechanism. 

§  409.  Crank  Arm  Mechanism. — This  is  what  is  called  in  mechanism  a  four- 
bar  linkage.  As  shown  in  Pig.  326a,  it  consists  of  a  revolving  driving  shaft  a 
from  which  the  driven  shaft  d  imparts  to  an  eccentric  a  motion  of  oscillation 
which  it  receives  through  the  crank  ab,  the  connecting  rod  he,  and  the  crank  cd. 
To  better  illustrate  the  character  of  the  motion,  the  skeleton  (Fig.  3266),  has 
been  constructed  showing  9  different  positions  of  the  two  cranks  and  connecting 
TodL    From  this  it  will  be  seen  that  the  driven  crank  is  given  a  quick  motion 


FIO.    326a. — CRANK  AltM    MEOHANISM 
OOABSE  JIOS  OF  MILL  27. 


ON 


PIG.  3266. — SKELETON  OF 
MECHANISM. 


corresponding  to  the  down  stroke  of  the  plunger  while  the  driving  crank  is  pass- 
ing over  the  arc  2,  1,  8,  and  it  has  a  slow  motion  for  the  up  stroke  of  the  plunger 
while  the  driving  crank  is  passing  over  the  arc  8,  6,  2.  The  ratio  of  the  time 
of  the  up  stroke  to  that  of  the  down  stroke  is  as  the  arc  8,  5,  2  is  to  the  arc  2, 1,  8. 
This  ratio  may  be  varied  by  changing  the  distance  oJ  between  centers  or  the: 
lengths  of  the  cranks  ab  or  dc,  A  very  slight  change  makes  a  great  difference, 
in  the  ratio.  The  parts  may  be  so  proportioned  that  the  driven  crank  makes  a 
complete  revolution,  although  this  is  not  customary.  It  will  be  further  noticed 
that  the  two  periods  of  maximum  velocity  of  the  driven  crank  come  when  the 
driving  crank  is  practically  at  right  angles  with  the  connecting  rod,  that  is^  about 
midway  of  the  arc  9,1  on  the  down  stroke,  and  about  midway  of  the  arc  6,6  on 
the  up  stroke. 

The  crank  arm  mechanism  is  used  upon  the  coarse  jigs  of  Mills  24  and  27  and 
upon  all  the  jigs  of  Mill  28*  The  details  of  it  in  these  mills  are  shown  in  Table 
276.  In  regard  to  these  movements,  those  in  Mill  27  were  very  harsh  and  trying 
to  the  jig  tanks,  while  those  in  Mill  28  were  quiet  and  gentle.  This  difference 
must  have  been  in  the  adjustments,  which  gave  a  greater  discrepancy  between 
the  velocities  and  times  of  pulsion  and  suction  in  the  former  than  in  the  latter 
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mill  (see  Table  276).    It  could  not  have  been  due  to  the  strokes  per  minute,  as 
they  were  practically  alike. 

TABLB  276. — CRANK  ARK  MECHANISM. 


Jig  No. 


lands 
8,4,6&7 

0, 10, 11  &  IS 


Length  of 
Dming 


^ 


Lenffthof 
Dmen 
Radiui. 


Length  of 
Connecting 
Bod. 


Inches. 


Inches. 
90 


Distance  Oen- 

ter  to  Center 

of  Shafts. 


15 
10 


Plunger  Arm 
Radius. 


Inches. 


Ratio  of  Xazi- 

mum  Velocity 

of  Down  Stroke 

to  that  of 

Up  Stroke. 


2.6 
S.6 
S.4 

S.0 


Ratio  of 

rtmeStUp 

to  Down 

Stroke. 


1.90 
l.tt 

i.re 

1.87 


§410.  The  Disc  Motion, — This  is  another  form  of  four-bar-linkage.  In 
Figs.  327a  and  3276  let  a  be  the  driving  shaft  and  h  a  disc  or  flange  upon  it, 
and  let  c  be  the  driven  shaft,  a  little  out  of  line  with  a,  and  d  a  flange  upon  it; 
6  is  a  crank  pin  on  h,  and  /  is  a  crank  pin  on  d;  ^  is  a  connecting  rod  uniting 
the  two  crank  pins.  The  two  flanges  face  one  another  and  are  a  short  distance 
apart,  to  give  room  for  the  crank  pins  and  connecting  rod.  When  a  revolves,  c 
receives  an  accelerated  and  retarded  motion,  as  shown  by  the  eight  different  posi- 
tions drawn  on  Fig.  327a,  the  amount  of  which  can  be  vari^  by  varying  the 
distance  between  the  centers,  or  the  length  of  the  connecting  rod,  or  the  length 
of  the  crank  arms.  This  device  has  been  put  upon  a  newly  designed  jig  by 
Charles  J.  Hodge,  to  gain  varying  speed  in  the  different  parts  of  the  stroke. 

As  usually  constructed,  the  lengths  of  the  parts  are  such  as  to  cause  the  driven 


PIG.  3276.— 

SIDE  VIEW. 


PIO.         328. — ^ELLIPTICAL      GEAR 
MECHANISM  IN  MILL  14. 


PIG.  327a.^END  VIEW 
OP  SKELETON  OP 
DISC  MOTION  MECH- 
ANISM. 

shaft  to  revolve  instead  of  oscillate,  as  in  the  crank  arm  mechanism.  The  con- 
ditions, however,  may  be  so  varied  that  the  driven  disc  may  simply  make  an  accel- 
erated and  retarded  oscilllation,  instead  of  a  complete  revolution. 

Hammer  and  Spring. — ^This  method  of  obtaining  accelerated  motion  used  on 
the  Collom  jig,  has  already  been  described  under  that  head  (see  §  386). 

§  411.  Elliptical  Oear. — This  requires  two  shafts,  the  driving  shaft  with  heavy 
pulley  to  receive  power  and  serve  as  a  fly«-wheel,  which  revolves  at  uniform 
velocity,  and  the  driven  shaft,  which  revolves  with  velocity  varying  from  fast  to 
^low,  according  to  the  ratio  of  the  driving  and  driven  radii  of  the  two  transmit- 
ting elliptical  gears.  Upon  this  second  shaft  the  plunger  eccentrics  are  so  placed 
tbat  the  acceleration  shall  take  place  during  the  downward  stroke  and  the  retarda- 
tion during  the  upward. 

Mill  14  uses  the  Wendt  jigs  which  have  gears  of  this  pattern,  as  shown  in 
]Pig.  328,  on  which  the  large  radius  of  each  gear  is  8^  inches  and  the  small  radius 
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4}  inches.  Beferring  to  the  figure^  if  o  is  the  center  of  the  driving  gear  about 
which  it  revolves  in  the  direction  of  the  arrow,  and  o'  the  same  of  the  driven 
gear;  then  the  arcs  ah,  bd,  de,  ef,  fg,  gh,  hk  and  ha  on  the  driving  gear  and  the 
corresponding  arcs  a'  V,  V  d',  etc.,  on  the  driven  gear  are  arcs  passed  over  by 
each  gear  all  in  equal  spaces  of  time,  viz. :  |  of  a  revolution  of  the  driving  gear. 
Daring  the  quickest  half  revolution  of  the  driven  sear  it  revolves  180''  over  the 
are  (f  a'  i',  while  ttie  driving  gear  is  revolving  101^  over  the  arc  c  a  i.  During 
the  slowest  half  revolution  of  the  driven  gear  it  revolves  180**  over  the  arc  i  f  d, 
while  the  driving  gear  revolves  269°  over  the  arc  t  /  c.  If  the  radius  of  eccen- 
tricity of  the  plunger  eccentric  is  in  the  same  phase  as  the  shortest  radius  o'  a' 
of  the  driven  gear,  then  the  ratio  of  the  time  of  the  up  stroke  to  that  of  the  down 
stroke  will  be  as  259 :  101  or  as  2.56 : 1.  On  the  other  hand,  if  the  radius  of 
eccentricity  is  in  the  same  phase  as  the  radius  o'  i,  then  the  time  of  the  up 
stroke  will  be  equal  to  that  of  the  down  stroke  or  the  ratio  will  be  as  1 : 1,  but 
the  plunger  will  have  a  gradually  accelerated  velocity  on  nearly  the  whole  of  its 
down  8tK>ke,  and  a  gradually  retarded  velocity  on  nearly  the  whole  of  its  up 
stroke.  At  any  intermediate  phase  between  o'  a!  and  o'  i*,  the  ratio  will  be 
intermediate  between  2.56 : 1  and  1:1.  In  this  mechanism  the  ratio  of  the 
maximum  angular  velocity  of  the  driven  gear  to  its  minimum  angular  velocity 
is  as  8|X8|:  4^X4^  or  3.  57:1. 

§  412.  Cam  and  Oravity, — The  Stutz  coal  jig  lifts  the  plunger  slowly  by  a 
cam  and  allows  it  to  fall  rapidly  by  gravity,  loading  it  with  a  heavy  weight  for 
that  purpose.  The  connecting  rod  passing  down  through  the  plunger  and  trough 
a  stuffing  box  in  the  bottom  of  the  hutch,  has  a  rubber  buffer  on  its  lower  end 
to  stop  the  fall. 

Cam  and  Spring. — ^This,  as  used  in  the  c5ver  jigs  of  Mills  44  and  47,  is  a 
short  one-armed  cam,  working  on  the  same  principle  as  a  gravity  stamp  cam,  which 
pushes  down  the  plunger  rod  a  distance  from  1^  to  1^  inches,  and  the  plunger 
is  raised  again  by  a  spring.  The  result  is  a  quick  downward  movement  during 
pulsion  and  a  slow  return  during  suction.  This  was  substituted  for  the  CoUom 
motion  because  a  more  positive  motion  was  necessary  for  the  very  coarse  stuff 
jigged- 

Bittinger  describes  a  motion  consisting  of  a  cam  which  lifts  the  plunger  rod 
slowly  and  a  spring  which  forces  it  down  rapidly.  This  principle  is  also  used  in 
the  New  Century  Drop  Motion  Jig  of  the  American  Concentrator  Company. 

Air  Pressure  and  OravUy, — The  use  of  air  pressure  and  gravity  to  give  a  quick 
pulsion  and  slow  suction  in  the  Baum  coal  jig,  has  been  already  described  (see 
I  391). 

§  413.  Hydraulic  Water. — This  is  either  put  in  above  the  piston,  passing 
down  through  the  clearance  space,  or  it  is  fed  below  the  piston.  On*  side  plunger 
jigs,  16  mills  (16,  18,  20,  21,  22,  24,  25,  26,  27,  28,  30,  31,  37,  39,  87  and  88), 
put  the  hydraulic  water  in  above  the  plunger,  and  .six  mills  (10,  44,  45,  46,  47 
and  48),  put  it  in  below  the  plunger,  that  is,  into  the  hutches.  Of  this  last 
group,  nowever,  all  but  Mill  10  are  Collom  jigs,  with  which  it  is  the  rule  to  put 
the  hydraulic  water  into  the  hutches.  In  putting  it  below,  one  does  not  need 
quite  so  high  sides  for  the  plunger  compartment  and  a  tighter  and  more  posi- 
tive fitting  plunger  can  be  used.  On  the  other  hand,  water  breath  the  plunger 
may  bring  in  air  bubbles  which  may  give  trouble  under  the  plunger  or  sieve. 
The  Parsons  jigs  used  in  Mills  24  and  25,  introduce  the  water  directly  into  the 
hutches. 

An  idea  has  long  existed  that  a  jig,  to  do  its  best  work,  should  diminish  the 
suction  due  to  the  return  of  the  plunger  as  far  as  possible,  or  in  other  words, 
a  better  separation  would  be  obtained  by  allowing  the  mass  of  grains  to  fall 
back  of  their  own  accord,  as  in  quiet  water,  instead  of  having  them  sucked 
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down  by  the  retaming  curreni  There  are  several  meanB  of  attaining  this  end, 
such  as  (1)  introducing  the  water  above  the  plunger  and  placing  check  valves 
in  the  plunger,  which  would  open  and  allow  the  water  to  pass  down  through 
as  the  plunger  rose,  and  close  as  it  fell,  or  (2)  introducing  the  water  into  &e 
hutch  beneath  the  plunger  through  a  check  valve  in  the  opening  leading  to  the 
source  of  supply,  which  valve  would  open  and  shut  similarly  to  those  in  the  plunger. 
The  supply  opening  must  be  large  enough  to  deliver  water  as  fast  as  the  rise  of 
the  plunger  calls  for  it.  Jigs  working  in  this  way  may  be  called  pulsion  jigs. 
They  are  not  used  to  any  great  extent  to-day,  except  on  coal  washing,  where  it 
is  claimed  that  suction  is  very  undesirable,  as  tending  to  pull  fine  coal  down  into 
the  hutch  along  with  the  slate.  As  examples  of  pulsion  jigs,  there  are  the  Mc- 
Lanahan  (see  Fig.  313),  Sheppard,  Stutz,  Luhrig,  Osterspey  and  other  coal  jigs, 
in  the  majority  of  which  the  tailings  water^  after  being  settled,  returns  through 
check  valves  to  the  hutch. 

The  hydraulic  water  is  delivered  to  the  ligs  by  a  water  pipe  with  branches  for 
each  compartment  and  cocks  regulating  the  amount  Dial  cocks  may  be  used 
to  advantage  for  restoring  adjustment  after  shut  down.  Mill  37  (see  Figs.  306a^ 
306c),  and  some  of  the  manufacturers  deliver  it  by  a  trough  running  upon  the 
longitudinal  partition  with  shut  off  gates  in  the  bottom  for  the  different  com- 
partments.   The  sizes  of  the  pipes  used  are  given  in  Table  277. 

TABLB  277. — HTDRAULIO  WATBR  PIPB8. 


KlUNo. 

Jiff  No. 

DUunefeer  Branch  Ptp« 

18 

81 

96 

80 

87 
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An. 

1 

6 

1 
iaodS 

AU. 
AIL 
All. 

9 

IndMB. 

1 

Tiaiifffa|8H*4M 

§  414.  SiEVB  Frahbs  are  of  wood  or  of  iron.  Wooden  frames  to  which  the 
sieves  may  be  easily  tacked,  are  the  more  common,  and  consist  of  two^l^ds  and 
two  sides,  of  soft  or  hard  wood  boards  on  edge,  joined  at  the  comers,  and  on 
account  of  the  flexibility  of  wire  cloth  or  thin  plate  sorieen,.  cross  hars  are  required 
when  these  materials  are  used.  These  bars  of  soft  oi:  Mhl' wood  on  edge  are 
placed  across  the  screen.  Sometimes  a  lattice  mftjli^'ii^  of  jiengthwise  and  cross- 
wise bars  is  used.  The  former  form  is  less  expensive  atid  jgiVes  sufficient  support. 
The  bars  are  generally  placed  vertical.  In  the  McLanahan  jig,  however,  which 
has  its  plunger  at  the  head  of  the  sieve,  the  cross  bars  slope  upward  toward  the 
tail,  which  helps  the  whole  bed  to  move  forward  (see  Fig.  313). 

The  tops  of  the  bars  are  in  the  same  horizontal  plane  as  that  of  the  frame. 
The  screen  is  tacked  to  the  bars  by  copper  tacks  or  fastened  by  wire,  and  when  it 

TABLE  278. — ^DBTAILS  OF  WOODEN  FRAMES  FROM  SOME  OF  THE  MILLS. 
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(a)  Beveled  to  H  inch  at  top.  (6)  Beveled  to  94  inch  at  bottom,    (c)  Beveled  to  A  ineh  at  the  boCfeom. 
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is  worn  out  the  whole  frame  is  replaced  by  another  with  a  new  sieve.  The  sieve 
frames  are  quickly  taken  out  by  removing  the  linings  above  them.  A  stock  of 
frames  with  new  sieves  on  them  is  kept  on  hand.  Table  278  shows  the  details 
of  wooden  frames  from  some  of  the  mills.  It  is  not  uncommon  to  use  bars  i 
inch  thick  and  in  that  case  the  top  is  chamfered  to  about  |  inch  wide. 

The  outside  dimensions  of  a  sieve  frame  are  a  little  smaller  than  the  space  into 
which  it  is  dropped^  so  that  it  may  be  easily  removed.  In  Mill  25  this  space  is 
filled  with  twisted  hemp  tamped  in  to  hold  the  sieve  in  central  position  and  avoid 
possible  trouble  from  the  sand.  In  Mill  30  this  space  is  ^  inch  and  is  filled  with 
packing. 

The  sieve  frame  should  be  made  of  such  a  thickness  that  inside  it  is  just  flush 
with  the  linings  above  and  below  it,  in  order  to  obtain  as  even  currents  as  possible 
in  both  directions. 

The  use  of  bars  for  supporting  the  jigging  sieve  is  necessary  but  it  to  some 
extent  impairs  the  operation,  particularly  with  fine  jigs.  When  they  are  made 
thick,  for  example  J  inch,  they  make  dead  lines  across  the  sieve,  alternating  with 
bands  of  too  great  activity;  when  i  inch,  the  same  is  true  to  a  less  degree.  The 
object  of  chamfering  is  to  lessen  this  evil.  The  author  has  used  for  overcoming 
this  diflBculty,  on  little  laboratory  jigs,  bars  c  of  brass  plate  -^  inch  thick  and  1^ 
inches  high,  the  sieve  d,  being  held  to 
them  by  bent  soft  brass  wire  a  h,  (see 
Fig.  329).  The  upper  bend  h  in  the 
wire  is  made  beforehand  and  then 
slipped  into  place;  the  lower  bend  a 
is  easily  made  with  pincers  and  holds 
the  sieve  tightly  in  place.  Supports  of 
this  kind  placed  2  inches  apart  with 
clamp  wires  also  2  inches  apart,  fur- 
nish a  support  for  the  sieve  which 
does  not  give  any  visible  imperfection 
in  the  jigging. 

§415.  Ikon  Sieve  Frames. — ^Mill 
18  has  a  sieve  frame  of  cast  iron  di- 
vided horizontally  into  two  parts,  one 
above  and  one  below,  with  the  sieve  be- 
tween them.  Each  has  four  longitudi- 
nal grate  bars.  These  bars  widen  both 
downward  and  upward  toward  the 
screen  from  \  inch  to  \  inch  thick  and 


FIG.    3^9. 


PIG.    330. — SECTION    OP   4:HE    FEBRABI8 
DTTEBMEDIATE  JIG. 

(Dimensions  in  miUlmeters.) 


the  vertical  height  of  each  of  the  bars  is  about  1  inch.  The  lower  part  rests  on 
four  lugs;  the  upper  part  is  held  down  by  four  wedges  driven  between  it  and 
four  upper  lugs.  The  upper  and  lower  lugs  are  in  pairs  and  each  pair  is  con- 
nected by  a  flat  cast  bar  of  iron  which  is  let  into  the  wooden  wall  of  the  jig. 
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Mill  20  uses  iron  sieve  frames  for  No.  1  and  No.  2  jigs  which  differ  from  the 
above  in  the  fact  that  the  frames  are  of  f-inch  wide,  1-inch  high  pieces,  and  the 
two  longitudinal  bars  are  \  inch  wide  and  1  inch  high,  all  cast  in  one  piece. 
Nos.  3,  4  and  5  jigs  use  also  two  cross  bars  ^  inch  wide,  1  inch  high,  making  a 
lattice  work.  These  rest  upon  a  wooden  ledge  f  inch  wide  all  around  and  are 
held  down  by  wooden  lugs,  one  on  each  side,  and  wedges  on  the  jig  walls  above. 

In  Mill  26  jigs  Nos.  1,  2  and  3  have  iron  frames  in  two  parts  above  and 
below  the  sieve.  The  frames  are  1  inch  thick,  1^  inches  high,  with  three  longi- 
tudinal bars  I  inch  thick,  1^  inches  high.  Jigs  4,  5  and  6  are  the  same,  except 
that  they  have  but  two  bars. 

Ferraris  at  Monteponi,  Sardinia,  uses  an  iron  lattice  supporting  frame  with 
diagonal  cross  bars,  in  an  iron  jig  tank,  with  a  top  frame  which  has  no  bars 
upon  it  (see  Fig.  330).  The  joint  is  made  tight  with  red  lead.  This  sieve 
appears  to  be  held  down  only  at  the  margin.  If  so,  there  is  an  objection  to  it 
which  does  not  exist  in  the  other  mountings.  If  the  sieve  blinds  up  with  sand, 
the  middle  of  it  will  rise  and  fall  with  3ie  whole  bed  and  interfere  with  the 
settling. 

At  Przibram,  iron  cross  bars  alone  have  been  used  to  support  the  screen,  the 
usual  wooden  cleats  or  linings  serving  to  keep  it  down  at  the  margin. 

The  use  of  the  double  iron  frame  saves  the  necessity  of  keeping  a  complete 
supply  of  duplicate  screen  frames.  It  saves  the  expense  of  tacking  the  screens 
to  the  frames.  It  simplifies  the  changing  of  screens,  and  where  a  lattice  is  used, 
it  prevents  the  forward  motion  of  the  bottom  bed.  On  the  other  hand,  while 
the  narrow  central  bars  may  lessen  the  dead  lines  on  the  jigging  bed,  tl»3  mar- 
ginal bars  make  a  much  worse  dead  edge  than  is  found  with  the  usual  wooden 
screens  held  down  by  linings.  Screens  mounted  in  this  way  cannot  be  cleaned 
as  well  as  those  of  Uie  ordinary  wooden  pattern  (see  §  431). 

TABLE   279. — JIO   8CBEBN8. 
Abbreriatlons.-— B.  W.  G.BBirmtofcham  Wire  Gauge;  In.siiiehes;  No.snttmber. 


Jig  No. 

Sieve 
No. 

Material  of  Soreen. 

Tbiek- 
nen  of 
Wire  or 

Plate. 

Meshes 

Ltaiear 
Inch. 

NetSiaeof 
Hole. 

TTWmnant 

Life  of 
Soreeas 

1 

Of 

Siaeof 

Feed  to  the 

Jig. 

10 

6A6 

lto6 
lto6 
lto4 

1 

1 

1 
1A8 
1A8 
lto4 
lto4 
lto4 
lto4 
lto4 

1 
lto4 

1 

8 

8 
1A8 
1  to4 
lto4 
lto4 
lto4 
1  to4 
lto4 
lto4 
lto4 
lto4 

1 

8 

8 

Iron  grating *  > 

B.W.O. 

Ttoe 

lD0h<«. 

0.186 

Mm. 
8.18 

88 

DavB. 
(a)  800 
(a)  160 

Mm. 
18.7  too 
8  StoO 

Steel  clothT. 

18 

Cloth 

18 

........ 

8 

4 

8 
10 
18 
86 

18 
10 
10 

10 
18 
16 

10 
18 

18  mesh  to  0 

18 

Steel  oloth 

O.seinch. 
0.16     *» 
0.18     •* 
0.16     " 
0.186   *' 

18 

18 

18 

88 

1.86 
0.76 
0.86 
0.86 
0.875 
0.141 
0.108 
0.061 
0.086 

81.76 
10.06 
8.86 
81.08 
8.68 
8.68 
8.68 
1.80 
0.88 

78 
88 
48 
78 
66 
88 
87 
86 
81 

(tt)800 
(a)  460 
(a)  460 

*(a)i»" 
(a)l«0 
la)  78 
(a)  78 
(a)  78 
(a)  000 

W!2 

(a)  885 
(a)  000 

SOto'oo 
80  to  80 
60  to  100 

18  1  to  18  7 

»• 

18.7  to  6.86 

M 

8  86 toO 

14 

doth 

88.8  to  9.6 

0.6  to  0 

16 

Steel  cloth 

Over  18  4 

18.4  to  4  7 

RniM  flifrth 

4  7 to8  4 

•t 

8.4  to  0 

•« 

8  4 toO 

18 

SSSS'aiff!!^.*!:: 

«inch. 

88 

18 
18 
16 
16 
18 

2S 

14 

18 
18 
SO 
80 

8 

8 

8 

0.187 

o.on 

0.086 
0.061 
0.061 
0.071 

O.on 

0.061 
0.041 
0.086 
0.187 
0.118 
0.078 
0.066 
0.048 
O.SGS 
0.868 
0.888 

4.76 
1.80 
0.80 
1.80 
1.80 
1.80 
1.80 
1.80 
1.04 
0.80 
4.84 
8.00 
1.98 
1.86 
1.88 
8.40 
8.40 
8.68 

S 

81 
86 
86 

S 

86 
'84 
81 
46 
60 
87 
48 
88 
40 
40 
48 

80  to  10 
lOtoftAfttoS 

*• 

-8to0 

a 

17 

M 

10  to  7 

•«     • 

7  to  6 

M 

6ton<(c) 

8  to  0 

U 

*• 

8to0 

16 

Steel  cloth 

4  to  8  in4Mh 

«* 

6  toSmesIt 

•t 

R  f  A  in  mMh 

«« 

10  rriMdi  to  0 

«t 

10  mfsh  t^O 

t« 

80 

t« 

•6  4  to  8  7 

«t 
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TABLE  279. — JIG  SCREENS. — Continued. 


i 

Jig  Ma 

Sieve 
No. 

Katerlal  of  Screen. 

Thlck- 
nenof 
Wire  or 
Plate. 

Meehee 

iJnear 
IndL 

NetSiseof 
Hole. 

Percent 

of 
Open- 
ing. 

Life  of 
Screens 

SlMOf 

Feed  to  the 
Jig. 

9 

8 

4ft5 
1 
9 
S 
4 
5 
6 
1 

»] 

8 

4ft6- 

1 
9 
8 

4- 

6 

.{ 

1 

9 
8 
1 
9 
8 
4 
6ft6 

!l 

6 

7 

§( 

10  ft  11 

•t 

41 
8f 
6 
7 
8 
Oft  10 

11  ft  19 

1 
9 
8 
4 
6 
1 
3 

8- 

4 
6f 

6 

7ft8 

lto8 
lto8 
lto4 
lto4 
lto4 
lto4 
lto9 
lto8 

1 

9 

lft9 
lft9 

lft9 

1 

9 

1 

lft9 

8 

lft9 

ItoS 
lto8 
lto8 
ItoS 
1U>8 
ItoS 
ItoS 

lft9 

lto4 

lto4 
lto4 
lto4 

lto5 

lto5 

1 

lto4 

lto4 

lto4 
lto4 
lto4 
lto5 
lto6 
lto4 
lto4 
lto4 
lto4 
lto4 

ItoS 

1 
9 

8 

ItoS 

1 

9 

8 

lto4 

Steel  doth 

B.  W.  O. 

U 

11 
0 

19 

18 

18 

16 

16 

18 

90 

98 

98 

98 

10 

10 
(d)10 
(<l)ll 

bit 

1 " 
» 

10 

1     18 

14 

IS 

\s 

14 

8 

4 
6 
6 

8 

5 

8 
8 
10 

16 

90 

4 

4 
6 

19 
16 
19 
6 
19 
4 
5 
8 

Inches. 
0.918 
0.918 
0.958 
0.146 
0.106 
0.106 
0.060 
0.186 
0.161 
0.065 
0.0S5 
0.066 
0.0% 
0.866 
0.190 
0.148 
0.100 
0.066 
0.071 
0.061 
0.061 

0.068 
0.118 
0.058 
0.118 
0.068 
0.118 
0.189 
0.046 
0.118 
0.068 
0.046 
0.058 
0.088 
0.068 
J0.100X 
0.117 

Mm. 
5.41 
5.41 
6.40 
8.68 
8.74 
9.74 
1.68 
4.70 
8.84 
1.66 
1.40 
0.80 
0.80 
0.80 
5.05 
8.T8 
8.77 
8.18 
1.80 
1.66 
1.66 

1.47 
8.00 
1.47 
8.00 
1.47 
8.00 
8.68 
1.17 
8.00 
1.47 
1.17 
1.47 
0.81 
1.47 
8.Trx» 
8.07    f 

41 
41 
40 
84 
80 
80 
88 
66 
57 
48 
44 
81 
81 
54 
86 
86 
SO 
87 
86 
94 
94 

84 

60 
84 
60 
84 
60 
88 
41 
60 
84 
41 
84 
41 
84 

40 

Days. 
90  to  60 
90  to  60 

9b'to'66 

60  to  180 

60  to  180 

60  to  180 

60 

60 

90 

00 

00 

00 

:::::;■}■ 

78* 

1,900  f 

910  ( 

1,900  f 

St 
'«* 

9401 

1,800 

lusr 

1,900J 

660 

400 
500 

OOtoisO 

■"■-■] 
«| 

48  to  66 

96  to  48 

88 

«l 
■■■■«] 

86 

49 
85  to  49 

"'ii' 

Mm. 
1 

90 

«t 

>'8.7to8.7 

M 

t4 

Bnm  doth 

8.7  to  1.5 

M 

it 

1 .5  to  0 

m 

Steddoth 

4.6  to  8.5 

"      t» 

8.5  to  1.88 

»» 

l.SStoO 

M 

1.98to0 

Brsflidoth 

0.64  to  0 

«• 

0  64  too 

t? 

Steddoth 

Over  18 

«« 

•4 

18  to  6 

«* 

»4 

6toS 

•• 

M 

StoO 

*« 

«98 

94 

Copper  doth  (/) 

(/) 

(/) 

M 

10  to? 
7to6 
5toS 

(/) 

StoO 
StoO 

1R 

w 

(/) 

H 

StoO 
6toO 

M 

»• 

StoO 

g» 

Steddoth 

19 
14 
14 

(M18 

(A)  16 
(A)  16 

w« 

(ft)  94 

^,lnch. 

A  inch. 

10 

10 
99 
10 
10 
10 
16 
16 
16 

0.984 
0.918 
0.141 
0.064 
0.064 

0.106 

0.106 

0.069 
0.069 
0.000 

0.066 

0.087 

0.187 

0.187 

0.196 

0.041 
0.085 
0.041 
0.195 
0.041 
0.185 
0.185 
0.060 
0.098 
0.070 

0.001 

0.001 
0.049 
0.048 

0.066 

0.048 
0.085 
0.085 
0.085 

6.60 
5.41 
8.68 
8.18 
8.18 

5.06 

8.74 

1.57 
1.67 
1.50 

0.80 

0.60 

4.75 

4.75 

8.18 

1.04 

0.80 

1.04 

8.18 

1.04 

4.70 

8.48 

1.88 

8.5 

8.0 

8.81 

8.81 
1.07 
1.07 

0.80 

1.07 
0.80 
0.80 
0.80 

45 
41 

89 
95 
96 

85 

90 

96 
96 
85 

81 

80 

56 

66 

56 

84 
81 
84 
66 
84 
66 
46 
88 

5.7  to  8.6 

14 

8.6  to  8.1 

»• 

8.1  to  1.6 

M 

1.5  to  0.91 

•4 

0.01  too 

97 

44 

38  to  86 

44 

i5  to  16.0 
15.0  to  18.7 

44 

18.7  to  10.8 

10.8  to  8.8 

U 

8.8  to  4.4 

44 
44 

4.4  to  8.78 
8.78  to  1.00 

44 

1.06  toO 
1.96  toO 

98 

Iron  doth 

40  to  86 

44 

85  to  16 
16  to  18 

Bmatdoth 

44 

18to8 
8to5 
5  to  8.5 

44 

8.5  to  8 

44    ■ 

8.5  to  8 

44 

StoO 

44 

StoO 

90 

Steddoth 

6to4 

44 

4to8 

44 

8  to  8.6 
8.5  to  0 

8.5  to  0 

80 

Steddoth 

19 

19 
14 
14 

16 

14 

16 
16 
16 

6 

8 
8 

10 

8 
10 
10 
10 

81 

81 
11 
11 

18 

11 
18 
18 
18 

"1 

96  to  15 

RniMdoth 

15  to  10 

«» 

10  to  7 

M 

44 

7to6 

*4 

5toS 

44 

•  800      StoO 

44 

44 

800 

IstoO 
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TABLE  279. — JIG  SCREENS. — Continued. 


i 

Jig  No. 

Stove 
No. 

MatariiaorfloraeD. 

Thick. 

Wire  or 
Plate. 

Meahei 

iJoear 
Inch. 

NetSlMoT 
Hole. 

Peroeni 
of 

Siaeof 
Ufeof    Feedtothe 
Screena         J||r. 

81 

1 

8 
9 
10 
11 
1 
8 
8 
4 
5 
0 
6. 
7 

9  A  10 

ji 

4 
0 

7 

8 
9 
1 

8 

.,1. 

10  A 11 

1 
8 
8 

4 

6A9{ 

OAIO 
18ftl4  ( 

7ftll] 

8ftl8J 

16 
10 

1 
8 
8 

4) 
6' 

0. 

7. 

8 
9. 
10. 

1A8 
1A8 
lto4 

1U>4 

lto4 

lto4 
lto4 

1U>8 

lto8 
lto8 

lto4 

1 
8 
8 

4 
lto4 
lto4 
ItoS 
lto8 
lto8 
ItoS 
lft8 
lft8 
1U>8 
ItoS 

IftS 

1A8 
1A8 
lft8 

1 
8 

lto4 

1 

8 

1 

8 
lto8 
lto8 

1 

1 

1 

1 

8 

8 

1 

8 

8 

1 

8 

8 

4 

1 

8 

8 

4 

1 

8 

8 

4 

1 

8 

8 

4 

Bnasdoth 

RW.  0. 
18 

10 

18 

:  M 

18 

80 

88 

10 

17 
17 

18 

18 
18 
80 
80 
» 
84 

14 
14 

10 
16 
18 

10 
10 
14 
10 
10 
18 

18 

19 
90 
19 
80 
18 
16 

4 
6 
6 

19 

8 

10 
18 

8 

4 
6 

6 

8 
8 
10 
10 
18 
10 

7 
6 
8 
8 
10 

6 

6 
8 

8 

10 
18 
10 
14 

8 

0 

Indies. 
0.141 

0.108 

0.118 

0.048 

o.oro 

0.066 
0.066 

0.868 

0.198 
0.148 

0.118 

0.076 

0.076 

0.066 

0.066 

0.066 

0.041 

J  0.167 

i  0.118 

■'0.084 

0.060 

0.064 

0.000 

0.060 

0.061 

10.81 

10.81 
0.107 
O.IQB 
0.108 
0.076 

0.076 

0.068 
0.048 
0.068 
0.080 
0.884 
0.108 
mO.875 
n  0.816 
0.141 
0.106 
0.084 
0.000 
0.084 
0.000 
0.000 
0.060 
0.061 
0.061 
0.041 
0.041 
0.041 
0.086 
0.086 
0.064 
0.060 
0.060 
0.060 
0.060 
0.060 
0.061 
0.061 

Mm. 
8.68 

8.69 

8.00 

1.88 

i.go 

1.66 
1.40 

0.81 

S:g 

8.00 
1.98 

i.go 

1.66 
1.66 
1.40 
1.04 
4.00 
8.00 
8.18 
1.68 
8.18 
1.68 
1.66 
1.80 

7.94 
7.94 
4.94 
8.60 
8.09 
1.98 

1.98 

1.47 

1.88 

1.47 

0.91 

5.09 

8.69 

9.68 

8.00 

8.66 

8.07 

8.18 

1.08 

8.18 

1.68 

1.68 

1.68 

1.80 

1.80 

1.04 

1.04 

1.04 

0.91 

0.91^ 

8.18 

1.68 

1.08 

1.08 

1.68 

1.68 

1.80 

1.80 

88 

87 
60 

88 

87 

48 
44 

66 

09 

60 

60 

87 
87 
49 
49 
44 
48 
81 
17 
86 
18 
95 
88 
88 
86 

61 
61 
46 
87 
87 
87 

87 

84 
88 
84 
86 
45 
87 
80 
86 
88 
88 
86 
88 
86 
88 
88 
88 
80 
86 
84 
94 
94 
96 
96 
86 
88 
88 
88 
88 
88 
86 
86 

Daya. 

;;•;;;] 

••••gQ- 
90 

90 
860 
860 

780 
780 

48 

84 
88 
66 

^^ 
}  « 

}    70 

Mm 
Over  18 

u 

18  to  16 
15to9 

«» 

9to6 
6to4 
4  toO 

M 

4to0 
4toO 
8.5  to  0 

83 

»• 

8.5  to  0 
8.5  to  0 
OnU 
19to8 
8to6 
6te8 

Braaoiotli 

StoO 
8to0 
8to0 
StoO 

it 

StoO 

tS8 
84 

«• 

16to}8 

t( 

18  to  11 
11  to  9 

•• 

9to7 

u 

7to6 

H 

5  to  9 

U 

M 

StoO 

M 

U 

StoO 

M 

StoO 

86 

8t«el  plate 

Oyer  16 

Di«W|l»« 

16  to  9 

BnMololli..' 

9to5 

i* 

5to8 

M 

M               ^^^ 

»• 

StoO 
StoO 

9.5  to  0 

8.6  to  0 

IrSO 

88 

BtoelDlate 

88.1  to  88.8 

"""'"jf^"'^ 

88.8  to  9.6 

Braaololli 

9.6  to  6 

u 

5  to  9.5 

M 

U 

9.5  to  0 

M 

9.5  too 

M 

1.5toO 

•• 

9.6  to  0 

H 

N 

9.5  too 

M 

98.9  to  9.6 

80 

•• 

9.5  to  5 
64  0  toS8  1 

Steel  plAto 

S> 

18 
14 

16 
14 

iS 

i§ 

18 
19 
19 
19 

14 
16 

IS 

16 
16 
18 
18 

""4" 

6 

6 

8 

6 

8. 

8 

8 
10 
10 
18 
18 
18 
14 
14 

6 

8 

8 

8 

8 

8 
10 
10 

88.1  to  16 

OoDDereloth 

15  to  8.5 

uuivorwow 

t» 

8.6  to  4.5 

u 

4.5  toO 

M 

M 

4.5  to  0 

u 

M 
M 

M 

4.6  to  0 

M 

u 

M 

M               .  ,      ! 

M 

M 
M 

4.6to0 
9.5  to  0 

M 

•ft 

9.5  to  0 

M 
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TABLE  279. — JIG  SCBBEN8. — Continued. 


1 

Ji^No. 

No. 

Material  of  8cr«eti. 

Thick- 
nesBof 
Wire  or 
Plate. 

Meshes 

L£ear 
Inch. 

NetSiseof 
Hole. 

Percent 

of 
Open- 
ing. 

Life  of 
Screens 

Biaeof 

Feedtotbe 

Jig. 

40 

1 
s 

4,5*1 

1 

It 

0 
7 

BAIO 
II 
1 

a 

8 
4 

14 
BAStoll 
16  to  17 
18ft  18 

1 

8{ 
8 

*\ 

5 

7f 
6] 

8- 

«j 

M  \ 

*  1 

18 

18 
14- 

\\ 

7- 

1 

ItoB 

ItoS 

1£9 

1  to8 

Ito4 
IUI4 
tUti 
lto4 

ItoB 
ItoS 

lft8 
lft8 

IftS 
IftS 

BrHBScldtll.              ,'.. 

B.  W.  O. 

4 

8 

4 
4 
6 
10 

4 

Inches. 

Mm. 

Days. 

Mm. 
20to7 

dtMsl  elotli..., 

18 
18 
18 
14 

18 

16 



6.884 

0.141 

0.141 

0.117 

0.061 

0.186 

0.86 

0.85 

0.185 

0.185 

0.100 
0.078 
0.051 
0.048 
0.118 
0.004 

5.60 
8.66 
8.66 
9.07 
1.80 
4.70 
6.86 
6.85 
8.48 

8.48 

8.77 
1.08 
1.80 
1.88 
8.00 
8.80 

45 
88 
88 
84 
86 
66 

■'46*  J 
46 

48 

87 
86 
88 
60 
48 

840 
186 
110 
110 
60 

"ieo" 

7  to  4.5 

It* 

ii 

4.6  to  8 

II 

■  L 

8to0 

41 

BmmdJotll 

15.0  to  0.5 

P1at»{oJ  .* *..*.. 

Plateiy)-""""-"-'" 

0.5  to  6.85 

Bran  cloUi  .,..**.,.... 

16 

16 

17 
16 
18 
80 
18 
18 

6 
6 

6 

8 
10 
18 

6 

7 

4 

4  t 

s  f 

5  i 
10   ( 
10   i 
18 
18 

14   f 
14 

4 

6 

8 
10 
10 
18 

14 

10 
14 

8 

8 
10 

8 
10 
10 

It 

6.86  to  8.8 

II 

8.8  too 
8.8  to  0 

14 

8.9  to  0 

14 

8.8  too 

tl 

8.8  to  0 

«l 

8.8  too 

|A 

8.8  too 

4^ 

Cloth  ,.,..* , . . 

18.7  to  6.86 

Br&^doth 

6.85  too 

«      !!]'.]]''[*' 

6.85  to  0 

u         ,  1 ! "  "  "  * ! 

6.85  too 

;;.":;.".:::: 

8.54  to  0 
6.85  too 

M 

8.54  to  0 
6.85  too 

48 

Iraneloth 

18 
80 
80 
81 

81 

80 
81 
16 
16 
80 
18 
80 
80 

0.160 
0.064 
0.07V 
0.0IS5 
0.085 
0.051 

0.080 

0.065 
0.08B 
0.07V 
0.07V 
0.085 
0.07V 
0.065 
0.065 
pO.60 
0.000 
0.068 
0.068 
0.061 
0.061 
0.048 
0.048 
0.088 
0.068 
0.061 
0.048 
0.061 
0.048 
0.048 
0.048 
0.088 
0.008 
0.061 
0.048 
0.068 
0.048 
0.048 
0.088 
O.OQO 
0.066 
0.068 
0.051 
0.051 
0.051 
0.046 
0.046 
0.046 
0.048 
0.068 
0.061 
0.061 

4.90 
8.18 
1.08 
1.65 
1.65 
1.80 

0.09 

1.65 
0.09 
1.08 
1.08 
1.65 
1.08 
1.66 
1.65 
18.7 
8.90 
1.78 
1.78 
1.65 
1.65 
1.00 
1.00 
0.81 
1.78 
1.65 
1.00 
1.65 
1.00 
1.00 
1.00 
0.81 
0.81 
1.65 
1.00 
0.61 
1.00 
1.00 
0.81 
8.80 
1.78 
1.78 
1.80 
1.80 
1.80 
1.17 
1.17 
1.17 
1.00 
1.78 
1.80 
1.80 

46 
85 
87 
48 

48 
87 

80 

48 

80 
87 
87 
48 
87 
48 
48 

86 

«0 

96.4  to  11.1 

^/»|V«  V.VM.. 

11.1  too 

u 

11.1  too 

•• 

u 
u 

11.1  too 
11.1  too 

«» 

1.80  to  0 

M 

1.65  too 

«• 

»• 

8to8 

M 

M 

M 

8to0 

»« 

U 

plAte 

76.8  to  0 

BraMdotb 

80 
81 
81 
84 
84 
85 
85 
86 
81 
84 
85 
84 
95 
95 
96 
86 
86 
84 
85 
86 
96 
96 
86 
80 
81 
81 
81 
81 
81 
88 
88 
88 
86 
81 
81 
81 

8 
10 
10 
18 
18 
16 
16 
90 
10 
18 
16 
18 
16 
16 
16 
80 
80 
18 
16 
80 
16 
16 
80 

8 
10 
10 
18 
18 
18 
14 
14 
14 
16 
10 
18 

18 

68 
46 
46 
64 
64 
47 
47 
41 
46 
64 
47 
64 
47 
47 
47 
41 
41 
64 
47 
41 
47 
47 
41 
68 
46 
46 
87 
87 
87 
41 
41 
41 
47 
46 
87 
87 

::: 

885 

800 
460 

460 
600 

800 

t* 

4.76  too 

M 

M 

4.76  too 

41 

M 

4.76  too 

M 

»« 

4.76  to  0 

U 

M 

1.78  to  0 

M 

M 

M 

1.78  too 
8.54  too 

•• 

1.66  too 

u 

1.00  toO 

u 

M 

8.64  toO 

•4          * 

8.54  to  0 

M 

46 

•• 

4.76  too 

••          ^ ^ 

M 

4.76  too 
4.76  too 

»• 

t« 

4.76  to  0 

U 

4.76  to  0 

M 

H 

4.76  to  0 

M 

* 

8.90  too 

"                
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TABLE  279 

. — ^JIG  SCREENS 

. — Concluded. 

i 

Jiff  No. 

Sierv 
No. 

Bfatarialof  Screeo. 

Thk*. 
new  of 
Wire  or 

PUte. 

liiub. 

Net  Sin  of 

Bote. 

Ptorctmt 
of 

Op«Q> 

U««of 
ocreeni 

SIM  of 
Fe«dtol!w 

8 
0 
10 
11  • 

18 

1 
8 

»] 

4 

6 

6 

7- 

8 
» 

1 

8 

8 

4 

5- 
6- 

7- 
8 

1- 

8 

8 

4 

1 
8 
8 
4 

5 

1 

8 

8 

4aA4b 

Ift8 

lto8 
ItoS 
lto8 

lto4 
lto4 
lto4 
lto8 
ItoS 

lto8 
1A8 

RrftMoloth 

RW.G. 
81 
88 
88 

81 
88 

88 
88 

88 
85 
88 

86 

86 
86 
86 
86 
88 
80 
88 
88 
84 
84 
85 
86 

S 

84 
86 
84 
86 
86 
86 
86 
86 
80 
81 
81 
81 
81 

m 

88 

85 
81 
81 
81 
81 
81 
88 
88 
88 
86 
86 
86 
86 
11 
18 
18 
14 
16 
17 

18 
14 

14 
18 
14 
14 

14 
14 
16 
14 
16 
16 
16 
18 
16 
10 

6 

6 

8 
18 
18 
14 

\t 
iS 
\t 
\t 

14 
16 
16 
8 
10 

IS 

18 
14 

\i 
IS 

18 
18 
18 
14 
14 
14 
16 
16 
16 
18 

8 

4 
6 
8 

8 

4,6,6.6 

8.10, 10, 10 

8.  10,  10 

10,10,16 

8 

8      . 
18 

18    J 
18 
14 
14 
16    J 

Inches. 
0.061 
O.OM 
O.OM 
0.061 
O.OM 
O.OM 
0.046 
O.OM 
O.OM 
O.OM 
O.OM 
O.OM 
O.OM 
0.088 
0.088 
0.075 
0.188 
0.097 
0.097 
0.061 
0.061 
0.061 
0.061 
O.OM 
0.075 
0.061 
0.061 
0.061 
0.051 
O.OM 
0.061 
O.OM 
O.OM 
0.090 
0.068 
0.068 
0.061 
0.051 
O.OM 
O.OM 
O.OM 
0.068 
0.061 
0.061 
0.061 
0.061 
O.OM 
O.OM 
O.OM 
O.OM 
O.OM 
0.068 
0.068 
0.880 
0.888 
0.888 
0.167 
0.188 
0.067 

Mm. 
1.80 
1.17 
1.17 
1.80 
1.17 
1.17 
1.17 
1.17 
1.09 
1.17 
1.00 
1.00 
1.00 
0.97 
0.87 
1.91 
8.85 
8.M 
8.M 
1.66 
1.66 
1.80 
1.80 
1.14 
1.91 
1.65 
1.80 
1.66 
1.80 
1.14 
1.80 
1.14 
1.14 
8.80 
1.78 
1.78 
1.80 
1.80 
1.17 
1.17 
1.00 
1.78 
1.80 
1.80 
1.80 
1.80 
1.17 
1.17 
1.17 
1.00 
1.09 
0.07 
0.07 
7.11 
6.06 
6.06 
4.84 
8.85 
l.TO 

87 

41 

41 

87 

41 

41 

41 

41 

47 

41 

47 

47 

47 

47 

47 

66 

68 

60 

60 

64 

64 

51 

51 

88 

66 

64 

61 

54 

51 

fit 

61 

68 

88 

68 

M 

M 

87 

87 

41 

41 

47 

M 

87 

87 

87 

87 

41 

41 

41 

47 

47 

47 

47 

40 

61     • 

51 

M 

41     • 

80 

D^ys. 

•  800 

•  460 

•  4B0 
600 

•  600 

1601 

8oor 

800 

460 

460 

•  800 
•460 

600 

.  600 

About 
75 

75    \ 

Mm. 

M 

u 

1.78  too 

»• 

t* 

t« 

1.80  too 

t» 

t* 

»i 

1.80  toO 

»» 

M 

M 

1.17  too 

M                 • 

»i 

M 

1.17  too 

M 

47 

it 

85.4  too 

M 

ti 

4.76  too 

it 

U 

4.78  to  0 

U 

»• 

4.76  too 

t* 

4.76  too 

«« 

U 

•t 

8.85  to  6 

tt 

M 

M 

8.46  too 

M 

•t 

»t 

1.56  toO 

M 

1.80  too 

•• 

M 

M 

4.78  to  0 

•• 

U 

4.78  to  0 

U 

M 

4.78  too 

M 

M 

4.76  too 

M 

M 

8.80  too 

H 

M 

M 

1.73  too 

»• 

1.80  toO 

»» 

«» 

t» 

1.17  to  0 

ii 

StenloloCli 

\ 

86 

»t 

>0to6  6 

t» 

it 

6.6  to  8 

u 

8  to  1.85 

Cloth 

9a0tfto0.8 

n  tn  n  nif  rf 

r87 
8R 

Steel  oloCli 

6  to  10  mnih. 

»• 



10  mesh  to  Ol 

10  mf^4l  to  O 

M 

lOtn^^tOO 

tt 

98 

»4 

lOtolOmolL 

Brass  doth 

•« 

*•        

MtoMiMih. 

•4 

it 

94to80iiM8l|. 

U 

80to60iiMrii. 

(a)  These  are  10-hour  dajrs. 
This  is  American  Wire  Gauge. 

fed  are  respectively  7  mm.,  7  to  6,'  6  to  8, 8  to  0,  8  to  0((£rst  spigotX  and  8  to  0  (second  spigotX  if)  These  sre 
double  screens,  the  lower  Imr  beingooarser  and  used  to  support  the  upper,  which  Is  finer.  (0)  This  mill  uses 
old  trommel  screens,    (fc)  These  are  Washburn  and  Moen  gauge.    (0  This  mill  has  Uto  jigs  with  sleTes  6, 6. 6, 


hour  days.    AU  the  others  are  84-hour  days.    (6)  See  Fig.  881.    (c)  Or  ^ 
ire  Gauge,    (e)  This  mUl  has  six  liga,  all  with  10-mesh  copper  cloth  screi 
r  7  mm.,  7to6,6to8,  StoO,  8to0  (mvt  spigotX  and  8  to  0  (second  spigotX 
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IS  and  14  mesh  raspeeti^elir.  The  sins  fed  are  respeotiTely  19  to  7.9  mniM  7.9  to  6.1  mm..  6.1  to  8.8  mm., 
as  to  0  (first  spigot),  and  8.8  to  0  (second  spif^ti.  (>)  Tbese  are  old  trommel  screens  and  the  holes  are  \i  inch 
apart,  center  to  center.  (*)  This  mill  has  five  jigs,  of  which  the  first  three  have  8,  IS  and  18  mesh  iron  cloth 
sieves  respectively,  and  the  last  two  have  IS  and  16  mesh  brass  cloth.  The  sises  fed  are  the  same  as  in 
Mill  88.  if)  These  are  square  holes  with  ^-inch  space  between  the  holes,  (m)  These  holes  are  round  and  are 
H  Inch  apart,  center  to  center.  \jn)  These  holes  are  round  and  are  A  inch  apart,  center  to  center,  punched  In 
No.  4  steel .  (o)  This  is  old  screen  plate  of  No.  8  trommel  with  round  holes.  <p)  This  is  a  round  hole,  (o)  The 
former  is  a  slot,  the  latter  a  square  hole,  (r)  This  mill  has  six  jigs  with  steeTcloth  sieves  of  4,  6, 8, 10,  IS  and 
S4  or  au  (depending  upon  the  battery  screen  with  which  it  is  identical)  meshes  respectively.  The  materials  fed 
are:  Through  8  or  4  mesh  on  6^  6  on  8, 8  on  IS,  through  IS  (flnt  spigot),  through  18  Cwcond  spigotX  and  through 
S4  or  80. 

§416.  Matbbials  for  Jig  Scbebns. — The  practice  of  the  mills  in  the  use 
of  jig  screens  is  given  in  Table  279. 

The  materials  used  in  tiie  mills  are  white  cast  iron,  steel  punched  plate,  steel, 
iron,  brass  and  copper  wire  cloth.  Bronze  wire  cloth  was  tried  in  Mill  39,  but 
the  results  were  unsatisfactory.  Furman  finds  also  punched  Bussia  iron  plate 
and  copper  plate  in  use  on  jigs.  White  cast  iron  and  steel  pimched  plate  have 
the  advantage  of  cheapness  and  stand  the  rough,  hard  usage  for  coarse  jigs. 
For  fine  screens,  however,  punched  plate  has  too  small  a  percentage  of  opening 
and  tends  to  blind  up  more  than  cloth.  The  sharp  edges  of  the  holes  in  plate, 
causing  a  vena  contracta,  reduce  the  fiow  of  water  still  more  than  the  percent* 
age  of  opening  would  imply.    White  cast  iron  with  round  holes  is  used  in  the 


coarse  jig  of  one  mill  only  (39).    This  screen  is  made  in  two  sections.     The 

^ holes  are  conical,  f  inch  diameter  at  the  top  and 

^[f|nnnf|i|ni|n||nn||n    '  i  inch  diameter  at  the  bottom,  to  avoid  blinding. 


Cast  iron  gratings  are  used  in  the  coarse  jigs  of 
two  mills;  that  in  Mill  16  is  made  in  eight  panels 
or  sections  with  V-shaped  bars  running  across  the 
jig.  One  section  is  shown  in  Fig.  331.  The  con- 
struction of  the  screen  in  Mill  10  is  very  similar 
to  the  preceding.  Steel  punched  plate  is  used  in 
the  coarse  jigs  of  four  mills,  in  the  medium  jigs  of 
one  mill  and  in  the  fine  jigs  of  one  mill. 

Steel  cloth  has  a  larger  percentage  of  opening 
than  castings  or  plate  and  is  used  on  coarse  and 
fine  jigs.  It  is  used  in  all  the  jigs  of  nine  mills, 
in  the  coarse  jigs  of  six  mills  and  in  the  fine 
jigs  of  one  mill.  Iron  cloth  is  cheaper  than  steel 
cloth,  but  it  corrodes  more  rapidly.  It  was  found 
in  the  coarse  jigs  of  three  mills.  Brass  cloth  is 
comparatively  hard,  though  softer  than  steel  and 
it  resists  corrosion  much  better  than  steel.  It  is 
used  in  all  the  jigs  of  ten  mills  and  in  the  fine 
Mill  86  has  no  diflBculty  in  using  brass  cloth  screens,  while 
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Fia.  331. — CAST  IBOK  SIBTB 
'     AT  MILL  16. 


jigs  of  nine  mills. 

punched  plates  were  discarded  on  account  of  their  low  percentage  of  opening. 
The  heavy  pyritic  ore  did  not  work  down  into  the  hutch  tfreely  enough.  At 
Mill  34,  brass  cloth  was  used  to  replace  steel  cloth  which  rusted  out  wliile 
the  mill  was  shut  down.  It  is  probable  that  either  steel  or  brass  screens 
could  be  prevented  from  corroding  during  the  time  when  the  mill  is  idle  by 
a  thick  coat  of  black  varnish.  Copper  cloth,  although  quite  soft,  resists  cojr- 
rosion  better  than  any  other  of  the  materials  named.  It  is  used  in  all  the  jigs 
of  four  mills  and  in  the  fine  jigs  of  three  mills. 

Summing  up,  it  will  be  seen  that  in  jigs  cloth  screens  greatly  predominate, 
while  in  revolving  screens  plate  predominates,  and  in  gravity  stamps  the  two  are 
about  equally  divided.  For  a  further  discussion  of  the  properties  of  various 
metals  for  screens,  the  reader  is  referred  to  §  154  in  gravity  stamps,  and  §  274 
in  revolving  screens.  He  should  bear  in  mind,  however,  that  jig  screens  do 
not  have  such  hard  usage,  because  they  are  better  supported  and  they  are  less 
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subjected  to  attiitioiL  The  utilization  of  old  trommel  screens  for  pnrpoees  of 
economy  is  practised  in  Mills  26,  35  and  41.  Mill  24  is  noteworthy  as  using 
two  sieves,  a  coarser  beneath  and  a  finer  above,  in  addition  to  the  usual  support- 
ing bars.  This  device  is  to  prevent  flexure  of  the  finer  sieve  and  thereby  to 
lengthen  its  life. 

§417.  Percentaoe  of  Opening. — The  mill  man  should  decide  upon  the 
size  of  hole  that  he  wants,  rather  than  tiie  meshes  to  the  inch,  and  should  order 
sieves  on  that  basis.  For  logical  reasons,  the  size  of  hole  is  discussed  later 
(see  §427). 

Then,  for  any  given  size  of  hole,  a  large  wire  would  appear  at  first  sight  to 
have  the  advantage  of  greater  durability  .than  a  fine  wire;  but  it  gives  a  mialler 
percentage  of  opening,  making  the  jigging  less  free,  requiring  greater  piston 
pressure  for  the  pulsion  and  suction  and  causing  greater  flexure  and  strain 
upon  the  sieve,  which  will  partially  reduce  the  advantage  sought  and  may  even 
give  a  shorter  life  than  the  fine  wire.  The  author  is  unable  to  prove  this  state- 
ment from  Table  279.  Comparing  Mills  28  and  30,  the  figures  on  life  seem  to 
disprove  it,  but  comparing  Mill  30  with  Mills  24  and  40,  it  would  seem  that 
nettling  has  been  gained  by  the  large  wires  of  Mill  30.  The  size  of  the  wire 
also  affects  the  tendency  of  the  sieve  to  blind  up.  The  smaller  the  wire,  the 
more  fiexible  will  be  the  sieve  and  the  less  will  be  the  tendency  to  blind.  Cloth 
made  of  too  fine  wire  will  have  its  wires  spread  and  lose  its  size  of  mesh,  even 
if  the  cloth  is  double  crimped.  The  cost  of  the  cloth,  which  diminishes  rapidly 
as  the  wires  are  reduced  in  size  (see  Table  281),  furnishes  an  additional  reason 
for  using  small  wire.  The  tables  show  that  natural  development  has  recog- 
nized these  advantages  and  that  the  sieves  used  for  jigs  have  smaller  wires  and 
larger  percentages  of  opening  than  those  used  in  the  revolving  screens  or  gravity 
stamps. 

Where  punched  plate  is  used  it  will  probably  be  advantageous  to  punch  the 
holes  closer  together  than  for  revolving  screens,  and  it  may  also  be  better  to  use 
thinner  plate.  The  tin  plate  which  has  found  so  much  favor  in  California 
stamp  mills  might  serve  well  for  jigs. 

§  418.  Life  op  Sieves. — ^Table  279  of  the  life  of  jig  sieves  is  interesting  in 
a  general  way,  but  there  will  have  to  be  a  certain  reservation  in  regard  to  all 
comparisons  drawn  from  it,  for  the  conditions  differ  greatly  in  the  mills.  The 
ore  may  be  hard  and  cutting,  or  it  may  be  soft.  The  water  may  be  acid  and 
corrosive,  or  not  so.  Sieves  that  are  overcrowded  with  work  will  probably  have 
shorter  lives.  The  action  of  the  mechanism  may  or  may  not  be  severe  upon  the 
sieve.  The  height  of  the  tail  and  other  adjustments  may  be  more  or  less  favor- 
able to  long  life  of  sieves. 

In  Mill  27  the  action  of  the  jig  mechanism  is  more  severe  than  that  in  any 
other  of  the  mills  visited,  and  the  life  of  the  sieves  is  shorter.  In  Mills  21, 
38  and  43  the  life  of  all  the  sieves  is  shorter  than  the  average.  In  21  it  may 
be  due  to  the  cutting  action  of  pyrite  and  the  corrosion  of  acid  water;  in  38  and 
43  it  may  be  due  to  corrosive  action  of  acid  and  of  copper  salts.  In  Mills  16 
and  25  the  sieves  have  long  life.  This  may  be  due  to  the  softness  of  galena  and 
the  lack  of  corrosive  action. 

Tiddng  an  average  of  all  the  lives  of  sieves  that  have  been  obtained  from  the 
mills,  we  find:  108  steel  sieves  have  68.5  days  average  life;  177  brass  sieves  have 
243.7  days  average  life;  39  copper  sieves  have  213.6  days  average  life.  This 
suggests  the  fact  that  corrosion  is  much  more  effective  in  destroying  jig  sieves 
than  is  attrition,  for  if  this  were  not  so,  copper  would  be  the  shortest  lived  and 
steel  the  longest.  The  extraordinary  jump  between  jigs  2  and  3  in  Mill  30 
seems  hardly  to  be  explained  in  any  other  way. 

A  few  other  points  are  interesting.    Mills  27  and  40  demonstrate  that  the 
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life  of  steel  screens  is  shorter  for  the  finer  sieves;  Mill  13,  however,  shows  the 
reverse.    Mills  30,  35,  38,  46  and  48  show  that  the  life  of  brass  sieves  is  longer 

TABLE  280. — ^LINKENBAGH's   FIGURES  ON   JIG  SCREENS. 


Siaeof 
FMd. 

Siaeof  Hole 
In  Sieve. 

Kind  of 
Sieve. 

Life  of  Sieves. 

Ten-Hour 

Shifts. 

I^gthof 
Plunger 
Stroke. 

Number  of 

Strokes  per 

MiDUteT 

Mm. 

Mm. 

Mm. 

«M» 

10 

Steel  plate. 

4B0 

76 

110-180 

is-so 

C 

Steel  ^te 

800 

00 

110-180 

8-» 

4 

Steel  plate. 

800 

60 

110-180 

5-S 

8 

3ra«  cloth 

100 

48 

190 

8-5 

2 

Braw  cloth 

80 

86 

180 

S-« 

]» 

Brass  cloth 

76 

86 

140 

H-« 

1 

Braas  cloth 

60 

16 

140 

for  the  finer  than  for  the  coarser  sieves.  Mill  25  shows  the  same  to  be  true  for 
copper;  but  Mills  24  and  43  show  no  regular  increase  or  decrease  for  copper. 
Lmkenbach's  figures  are  given  in  Table  280.  These  figures  differ  from  those 
of  the  author,  steel  lasting  longer  than  brass  and  coarser  screens  much  longer 
than  finer,  probably  owing  to  some  difference  of  condition.  The  author'^  figures 
are,  however,  taken  from  a  large  number  of  mills. 

Kunhardt  finds  in  practice  tnat  the  head  end  of  the  sieve  wears  faster  than 

TABLE  281. — SIEVE  WIRES  AND  PBICES. 


4-mesh. 

S-mesh. 

16-mesh. 

80-mesh. 

^^Sq^#St. 

Diameter 

of  Wire  in 

Inches. 

Price  per 
Square  Foot. 

Diameter 

of  Wire  in 

Inches. 

Price  per 
Square  Foot. 

of  Wire  In 
Inches. 

Price  per 
Square  Foot. 

IRON  OR  STEEL. 


0.180 

$0.73 

0.068 

$0.00 

O.0O8 

$0.00 

0.016 

$0.66 

0.06 

a88 

0.041 

0.88 

0.080 

0.88 

0.014 

^.47 

0.068 

0.27 

0.088 

0.88 

0.016 

0.17 

0.018 

0.81 

0.041 

0.14 

0.088 

0.18 

0.0136 

0.18 

0.01 

0.88 

0.088 

0.06 

0.017 

0.07 

0.0096 

0.06 

0.000 

0.18 

BRASS  OR  COPPER. 


0.180 

14.00 

0.008 

$3.00 

0.086 

$8.00 

0  017 

$1.78 

0.06 

1.76 

0.047 

1.75 

0.085 

1.80 

0.0146 

0.90 

0.068 

0.86 

0.0B6 

0.86 

0.08 

0.00 

0.018 

0.66 

0.017 

0.60 

0.088 

0.60 

0.017 

0.46 

0.01 

0.48 

0.088 

0.86 

0.08 

0.86 

0.0186 

0.80 

0.008 

a80 

TABLE  2 

82. — COST  OF  JIG  SCREENS. 

AbbreriaUons.— B.  W.  0.=Birmingham  Wire  Gauge;  C.  L=Cast  iron;  In.;3faich;  Na«number. 

mil 

Mo. 

Katerialof 
Screens. 

Meshes  per 
Linear  In. 

SiaeWire. 

Cost  per 
Square 

Mill 
No. 

Material  of 
Screens. 

Meshes  per 
Linear  In. 

SiseWlre. 

Cost  per 
Square 
Foot 

B.  w.  a. 

Cents. 

RW.O. 

Cents. 

10 
18 

C.  L  giatinff . 
SteelclothT:. 

H-in.  space 
IMinch. 

M-in.  bars 
0.88  inch. 

44 

40 

84 

Copper  cloth 

6 
10 

18 
19 

86 
67 

M             M 

^inch. 

0.16  inch. 

46 

w                   *t 

14 

88 

86 

i4             U 

U  inch. 

0.18  ioch. 

86 

tt            it 

80 

86 

84 

17 

Copper  doth 

7 
10 

16 
18 

60 
60 

86 

FIteelpUte... 

4  mm. 
8  mm. 

A  in.  thick. 
A  in.  thick. 

94 
94 

18 

19 

60 

Brass  cloth.. 

6 

14 

80 

»«         tt 

16 

88 

60 

u                tt 

7 

14 

80 

n 

Steel  cloth... 

4 

16 

16 

i«          tt 

6 

16 

80 

u            «t 

6 

18 

16 

tt          tt 

IC 

16 

80 

M             it 

10 

80 

80 

40 

steel  doth... 

8 

18 

38 

U            »« 

18 

88 

SO 

tt       tt 

4 

18 

86 

u           »* 

16 

88 

80 

tt            M 

6 

14 

88 

84 

Copper  cloth 

4» 

14 

7S 

tt             tt 

10 

18 

84 

the  tail  end,  and  in  certain  mills  the  head  wears  out  at  two-thirds  of  the  life 

of  the  sieve ;  this  part  is  then  patched  and  the  sieve  serves  the  remaining  third. 

§  419.  Cost  of  Screens. — Owing  to  the  uncertainty  of  figures  quoted  from 
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practice^  which  may  or  may  not  include  varying  freight  charges,  the  anther 
quotes  prices  from  a  trade  catalogue.  The  W.  S.  Tyler  Co.  give  in  their  cata- 
logue, prices  and  sizes  of  wire  for  screens  from  which  Table  281  is  compiled. 
These  prices  are  presumably  subject  to  a  discount,  but  they  serve  to  show  how 
much  the  cost  is  lessened  if  smaller  wires  are  used  and  also  to  show  the  relative 
cost  of  the  different  materials.  Table  282  shows  the  cost  of  screens  in  a  few 
of  the  mills.  These  figures  are  much  more  closely  in  harmony  with  Tyler's 
figures  than  they  at  first  appear.  The  variation  in  the  thickness  of  the  wire 
causes  the  apparent  inconsistency. 

§  420.  Slope  op  Jig  Sievbs. — In  this  country  nearly  all  the  sieves  are  level. 
A  few  exceptions  may  be  noted,  all  of  which  seek  to  even  up  the  conditions  of 
the  whole  bed.  The  sieves  which  slope  downward  seek  to  give  more  load  toward 
the  tail  to  counterbalance  the  overload  at  the  head,  due  to  fast  feeding.  The 
sieves  which  slope  upward  toward  the  tail  seek  to  maintain  a  thin  bottom  bed 
of  equal  depth  all  over  the  sieve,  and  on  this  account  to  use  less  thickness  of 
bottom  bed,  and  by  this  thinness  and  lightness  to  secure  more  rapid  treatment 
or  greater  capacity. 

In  Mill  14  on  No.  1  and  No.  2  jigs,  the  sieves  are  40  inches  long,  20  inches 
wide,  with  tails  8  and  9  inches  hifi[£i  respectively.  They  slope  down  i  inch  and 
1  inch  respectively  toward  the  tail.  These  jigs  have  also  three  cross  partitions 
on  each  sieve,  of  wrought  iron  i  inch  thick,  1|  inches  high,  to  prevent  tiie  bot- 
tom bed  from  moving  too  rapidly  toward  the  tail  end. 

On  CoUom  jigs  (see  Figs.  308a-308c),  it  has  often  been  found  on  the  tail 
plunger  sieve,  that  is,  the  sieve  which  has  the  plunger  opposite  its  tail,  that  the 
plunger  gave  more  pulsion  at  its  end  of  the  sieve  than  at  the  other.  To  correct 
this,  the  sieve  has  sometimes  been  given  a  slight  slope  toward  the  tail,  thereby 
lightening  the  whole  bed  at  the  head  end  and  evening  the  pulsion.  On  the 
head  plunger  sieve  it  was  found  that  the  heavier  load  on  the  head  of  the  sieve 
was  sufficient  to  equalize  the  pulsion  without  inclining  the  sieve.  The  amount 
of  slope  used  on  the  three  Collom  jigs  of  Mill  13  is  1  inch  in  45  inches,  1  inch 
in  33  inches  and  i  inch  in  45  inches  respectively. 

Many  coal  jigs  use  a  down  slope  toward  the  tail  to  increase  capacity. 

In  Mill  9  the  Henry  Faust  jig  is  used,  which  is  the  only  jig  known  to  the 
author  which  has  a  slope  upward.  In  it  the  sieves  are  42  inches  long  and  30 
inches  wide,  with  a  tail  board  6  inches  high.  The  sieve  is  1  inch  higher  at  the 
tail  end  than  at  the  head.  The  tendency  of  the  blende  to  be  carried  forward  so 
as  to  form  a  thicker  bottom  bed  of  concentrates  at  the  tail  than  at  the  head,  is 
in  this  way  balanced,  yielding  a  bottom  bed  of  blende  of  the  same  thickness 
from  head  to  tail.  This  even  thickness  enables  the  jig  to  be  run  with  a  thinner 
and  more  active  bottom  bed.  These  modifications  are  probably  partly  the  cause 
of  the  great  speed  of  jigging  by  this  jig — 80  tons  in  24  hours — as  compared  with 
that  of  other  jigs  of  the  same  class-— 40  tons  in  24  hours. 

Foreign  practice  is  indicated  by  the  following  notes:  Bittinger"  recommends 
a  slope  6**  to  8**  downward  toward  the  tail  of  the  jig.  Commans*^^  recom- 
mends a  slope  downward  toward  the  tail  of  IJ  inches  in  3  feet  for  coarse  jigs 
and  i  inch  for  fine  jigs.  The  jigs  at  Przibram  have  a  gentle  slope  downwarf 
toward  the  tail*'.  Kunhardt"  reports-  a  slope  of  1  in  36  as  being  used  to  help 
the  sand  move  forward  where  water  is  scarce.  Linkenbach**  recommends  level 
sieves.  The  sieves  on  the  jigs  at  Clausthal  are  level"*.  In  conclusion,  it  would 
seem  that  the  high  slope  recommended  in  the  early  days  by  Bittinger  and  others 
has  given  way  both  in  this  country  and  in  Europe,  as  a  general  thing,  to  tiie 
level  sieve. 

§  421.  Methods  of  Feeding  Jigs. — ^In  most  cases  the  material  is  fed  to  the 
jig  at  the  head  end  of  the  first  sieve  and  passes  over  it  and  the  succeeding  sieves. 
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In  three  millB,  however — 16  No.  2  jig,  24  No.  2  Jig  and  28  No.  1  and  No.  2 
jigs — ^the  material  is  fed  at  the  middle  cross  partition  and  passes  in  both  direc- 
tions. On  many  coal  jigs  which  have  but  one  sieve,  the  material  is  fed  at  the 
longitudinal  partition  between  the  plunger  and  sieve. 

It  is  impoiiant  that  the  feed  to  jigs  be  steady.  A  jig  with  an  automatic  dis- 
charge for  coarse  concentrates,  if  wd  irregularly,  wiU,  unless  very  carefully 
watched,  when  overfed,  send  good  ore  into  the  tailings  and,  when  underfed,  send 
waste  into  the  concentrates,  owing  to  the  fact  that  these  discharges  are  slug- 
gish in  responding  to  changed  conditions;  in  fact,  they  cannot  respond  suffi- 
ciently to  meet  any  considerable  change.  A  jig  which  discharges  its  concen- 
trates through  a  bottom  bed,  if  overfed  will  send  good  ore  into  the  tailings;  if 
underfed  it  may  send  a  little  waste  into  the  heads,  but  it  is  not  so  likely  to  do 
this  as  in  the  above  instance. 

The  rate  of  feeding  of  jigs  is  controlled  by  the  fact  thiat  they  are  nearly 
always  fed  from  revolving  screens,  classifiers,  or  other  jigs>  all  of  which  machines 
deliver  their  products  at  an  almost  uniform  rate.  The  rate  of  feeding  may  also 
be  controlled  by  the  use  of  automatic  feeders.  Thus,  at  Clausthal  in  the  Harz, 
hoppers  are  used  for  feeding  jigs  with  dry,  sized  products  down  to  1  mm.  The 
hopper  has  its  discharging  slot  at  the  head  end  of  the  sieve  extending  nearly^ 
if  not  quite  its  whole  width  (see  Fig.  337).  The  sand  works  down  through  the 
slot  as  fast  as  the  jigging  work  takes  it  away.  The  width  of  the  slot  is  adjust- 
able to  suit  the  capacity  of  the  jig  on  the  material  treated.  A  hopper  so  run  is 
an  automatic  feeder.  This  device  is  quite  common  in  this  country  on  coal  jigs 
which  have  only  one  sieve  and  are  fed  at  the  partition  between  the  plunger  and 
sieve.  At  Przibram  an  automatic  feeder,  consisting  of  hopper  and  shaking 
feed  sole,  similar  to  the  Tulloch  feeder  in  principle,  is  used. 

It  is  important,  not  only  that  a  jig  be  fed  regularly,  but  that  the  material  be 
distributed  over  the  whole  width  of  the  sieve,  so  that  every  part  of  the  jig  may 
have  full  jigging  duty  to  do.  It  is  also  important  that  the  feed  material  should 
come  to  the  jig  in  a  quiet,  gentle  manner,  so  as  not  to  disturb  the  whole  bed,  as 
would  be  the  case  with  a  swift  plunging  current.  To  efFect  both  these  results, 
aprons  or  feed  boxes  are  employed.  The  aprons  used  at  Lake  Superior  are  usu- 
ally of  wood,  covered  with  |-inch  iron  plate,  of  the  width  of  the  sieve  and  about 
one  and  one-half  times  as  long  as  they  are  wide,  with  a  slope  of  7*",  or  1^  inches 
to  1  foot,  entering  the  sieve  box  exactly  level  with  the  top  of  the  tailboard. 
This  form  has  the  advantage  that  it  can  distribute  evenly  and  gently  the  mixed 
sand  and  water  falling  upon  it.  Steeper  aprons,  up  to  45^  slope,  are  diown  in 
the  catalogues  of  some  of  the  large  manufacturers  (see  Fig.  341&),  but  the  jigs 
could  hardly  be  fed  as  gently  with  this  form. 

The  feed  box  (see  Fig.  306a),  is  a  very  common  method  of  feeding  the  jig. 
It  consists  of  a  little  box  8  running  across  the  head  end  of  the  jig  outside,  with 
an  overflow  slot  cut  in  its  side  through  which  the  sand  flows  to  the  whole  width 
of  the  jig.  The  bottom  of  this  slot  is  generally  horizontal  and  level  with  the 
top  of  the  tail  of  the  sieve.  In  Mill  30  it  slopes  down  and  enters  3|  inches  above 
the  tail.  The  bottom  of  the  box  is  from  2  to  6  inches,  more  or  less,  below  the 
slot  and  in  it  rests  always  a  bed  of  sand  which  prevents  the  bottom  from  wearing 
out. 

When  feed  hoppers  are  used,  as  previously  described,  aprons  or  feed  boxes  are 
not  necessary. 

Mill  25  feeds  its  jigs  by  a  2-inch  pipe,  discharging  nearly  horizontally  at  a 
height  of  3^  inches  above  the  tail  level. 

§422.  Drop  Bbtween  Sieves. — The  tailboard  or  partition  between  sieves, 
should  always  have  a  horizontal  straight  edge,  in  order  that  the  waste  sand  may 
overflow  with  equal  speed  from  all  parts  of  the  preceding  sieve,  and  it  should  be 
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beveledy  sloping  downward  toward  the  following  sieve,  so  as  to  clear  itself 
freely,  thereby  forming  the  feed  apron  of  that  sieve.  The  almost  universal  con- 
struction is  diown  in  Fig.  306a.  In  the  coarse  jig  of  Mill  15,  however,  the 
tailboard  is  in  the  form  of  a  gable,  sloping  toward  each  sieve.  The  ultimate 
purpose  of  this  drop  between  sieves  is  to  facilitate  the  forward  flow  of  the  sand. 
Coarse  jies  need  more  drop,  because  the  larger  lumps  are  less  mobile  than  the 
finer  san& ;  that  is  to  say,  they  do  not  become  level,  drop  into  layers,  or  move 
forward  toward  the  tail  with  the  same  speed  as  finer  sizes. 

Prom  Table  271,  we  find:  Mill  40  uses  2J  inches  drop  throughout.  Mill  20 
uses  2^  inches  drop  throughout.  Mills  10  and  21  use  2  inches  drop  throughout 
Mills  16,  17,  26,  27  and  31  use  1^  inches  drop  throughout.  Mills  22,  28,  37 
and  92  use  1  inch  drop  throughout.  Mills  15,  30,  32,  35,  39,  41  and  86  use  a 
descending  drop  from  coarse  to  fine ;  of  these,  Mill  32  has  further  a  descending 
scale  on  each  jig  from  the  first  to  the  last  sieve.  Mills  24,  25  and  38  show 
irregularity  in  the  amount  of  drop.  The  blende  jigs  in  Southwest  Missouri 
(Mills  9  and  10)  use  1^  to  2  inches  on  the  No.  1,  or  roughing  jigs,  and  for 
a  four-sieve  No.  2,  or  finishing  jig,  the  drops  are  f,  f  and  0  inch  respectively. 
Kunhardt  recommends  1  to  2  inches  for  coarse  and  f ,  ^  and  0  inch  respectively 
for  a  four-sieve  fine  jig.  Linkenbach  recommends  40  mm.  for  coarse  jigs,  20 
mm.  for  fine. 

It  is  clear  from  the  above  summary  that  a  large  proportion  of  mill  men  (thir- 
teen out  of  twenty-three),  think  it  better  to  have  one  standard  drop  sufiScient 
for  the  coarsest  size,  than  to  vary  it.  It  is  significant  that  the  four  mills  which 
u?e  only  1-inch  drop  throughput  are  first  class  modem  mills. 

§  423.  Height  of  Tailboabd. — The  height  of  the  tailboard  above  the  sieve 
will  be  the  measure  of  the  depth  of  the  whole  bed.  The  height  to  be  used  de- 
dends  upon  the  difference  in  the  specific  gravities  of  the  valuable  mineral  and 
the  waste,  and  upon  the  size  of  the  grain.    A  greater  difference  in  specific  gravity. 


FIG.  332.  FIG.  333. 

that  is,  an  easy  separation,  requires  less  depth  because  the  bottom  bed  holds  its 
level  better  than  when  the  difference  in  specific  gravity  is  less  (see  Figs.  332  and 
333).  Compare  in  Table  271,  Mills  22,  24,  27,  28  and  30,  jigging  galena,  with 
Mills  9,  10,  12  and  14,  jigging  blende  or  pyrite. 

The  coarser  grain  requires  a  greater  height  of  tail  than  the  finer,  in  order  to 
have  a  sufficient  number  of  particles  in  vertical  column.  A  jig  with  a  tail  only 
2  inches  high,  but  jigging  2-mm.  sand,  would  have  a  whole  bed  twenty-five  grains 
deep.  On  the  other  hand,  a  jig  treating  38-mm.  lumps  with  a  tail  6^  inches 
high,  will  have  a  whole  bed  only  four  lumps  deep. 

A  study  of  Table  271,  of  mill  practice,  taken  from  thirty-five  mills,  brings 
out  the  following  points :  A  descending  scale,  that  is  higher  tailboards  on  the 
coarse  jigs  and  lower  on  the  fine,  is  used  in  twenty-one  mills.  In  Mill  30,  using 
Harz  jigs,  and  48,  using  Collom  jigs,  the  figures  show  that  great  care  is  taken  of 
this  adjustm'ent.  A  uniform  height,  approximately,  for  all  jigs,  is  used  in  ten 
mills.  A  rising  scale,  that  is  the  finer  with  higher  tailboards  than  the  coarser, 
is  used  in  two  mills,  14  and  86.     Irregularity  is  found  in  two  mills,  24  and  88. 

The  last  sieve  with  a  higher  tailboard  than  the  previous  sieves  on  a  multi-sieve 
jig,  or  with  tailboards  increasing  in  height  from  the  first  sieve  toward  the  last 
one  on  a  multi-sieve  jig,  in  a  more  or  less  perfect  series,  occurs  in  Mill  30.  The 
exact  reverse  is  foimd  in  Mill  18.     There  seems  to  be  a  logical  reason  for  having 
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the  tail  of  the  last  sieve  higher  than  those  of  the  earlier  sieves,  because  the  heaviest 
of  the  ore  has  been  all  taken  out,  and  jigging  lighter  material  needs  a  deeper 
whole  bed. 

The  extremes  of  height  are  found  in  Mills  12  and  14,  which  have  the  highest 
tails  and  in  20,  which  has  the  lowest  and  which  uses  a  bottom  bed  of  lead  bullets 
which  are  very  heavy. 

The  CoUom  jigs,  not  including  the  modified  forms,  will  be  noticed  to  have  very 
much  lower  tailboards  than  the  Harz;  the  maximum  is  3^  inches  in  height  in 
Mills  35  and  42,  and  3  inches  at  Lake  Superior.  On  the  other  hand,  with  a  few 
exceptions,  mostly  on  the  finest  jigs,  the  Harz  jigs  have  tailboards  over  3^  inches 
in  height.  The  reason  for  this  is  that  the  positive  eccentric  and  large  plunger 
of  the  Harz  give  a  quiet,  easy  action,  while  the  Collom  jig,  if  loaded  up  with  a 
whole  bed  4  to  6  inches  deep,  would  pound  badly  and  be  hard  upon  the  mechanism. 
Mill  13  is  an  exception.  There  the  CoIIom  jig  has  been  very  much  modified  as 
to  its  spring  and  the  opening  between  plunger  and  sieve  compartments,  to  increase 
its  power  and  avoid  tne  pound.  Mill  43  uses  a  4^-inch  tail,  but  to  do  so,  has 
joined  the  hammers  of  CfoUom  jigs  directly  to  the  plunger  by  connecting  rods, 
giving  them  a  positive  motion. 

§  424.  JiGGiNO  WITH  A  Stay  Box. — ^Thc  following  is  given  by  Kunhardt  as 
European  practice :  ^'To  economize  in  the  use  of  water  and  prevent  the  fine  ma- 
terial from  being  carried  off  the  jig  too  quickly,  the  water  in  such  fine  jigs  is 
almost  always  stayed;  that  is,  the  tailings  are  discharged  through  a  long  slit  in 
the  end  board  of  the  jig,  beyond  and  immediately  adjoining  which,  there  is  a 
stay  box.  The  latter  may  have  the  form  of  a  small,  hydraulic  classifier,  which 
delivers  the  heavier  material  through  the  bottom  and  the  lighter  stuff  as  overflow. 
The  overflow  level  is  set  at  least  2  inches  higher  than  the  discharge  slit  of  the  jig, 
so  as  to  produce  a  slight  head  pressure  and  a  deep  layer  of  water  over  the  whole 
bed,  with  a  tendency  to  check  the  main  current  of  the  jig.  In  another  form  of 
stay  box  the  jig  discharge  is  similarly  made  through  a  slit  a  couple  of  inches 
below  the  water  surface,  while  in  the  stay  box  there  is  a  float  from  which  hangs 
a  plug  that  regulates  the  discharge  opening  in  the  bottom,  according  to  the  water 
level  in  the  jig.  The  sands  and  meals  sink  to  the  bottom,  and  escape,  while 
most  of  the  water  is  retained.'* 

The  stay  box  gives  a  freer,  looser  whole  bed  and  one  in  which  the  various 
layers  find  their  level  better  than  without  it.  This  makes  up  for  the  lack  of  the 
carrying  current  for  transporting  forward  the  quartz,  and  avoids  carrying  un- 
finished fine  ore  into  the  tailings.     It  does  not  appear  to  be  used  in  this  country. 

C.  M.  Eolker**  (1877),  speiJcs  of  the  use  at  Lake  Superior  of  flat  cross  bars 
on  edge,  dipping  slightly  into  the  pulp,  to  cause  the  carrying  current  to  pass 
beneaSi  them  and  thereby  to  break  up  the  hardened  cake  and  enable  the  fine  cop- 
per to  settle. 

§  425.  Method  op  Eunnino  Jigs. — The  work  of  the  jig  is  on  one  of  three 
lines:  A.  The  jig  makes  coarse  concentrates  and  tailings,  with  a  small  amount 
of  hutch  incidentally  from  attrition  of  the  large  grains.  B.  The  jig  makes  coarse 
concentrates,  hutch  and  tailings.     C.  The  jig  makes  only  hutch  and  tailings. 

The  work  done  by  jigs  is  shown  in  Table  283,  and  the  class  in  which  it  belongs, 
whether  A,  B  or  C,  according  to  the  above  classification,  is  given  in  the  third 
column.  The  table  shows  that  of  300  jigs  there  are  76  in  class  A,  106  in  class 
B,  116  in  class  C,  1  doubtful,  either  A  or  B,  and  1  with  first  sieve  C  and  second 
sieve  B.  In  the  Freiberg  district,  Germany,  in  1893,  out  of  126  jigs,  94  were  in 
class  A. 

The  following  summary  of  the  table  shows  the  300  jigs  divided  into  groups 
according  to. the  material  which  is  treated  and  each  group  subdivided  into  the 
separate  classes: 
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TABLE  283. — PURPOSE  AND  ADJUSTMENTS  OP  JIGS. 

Non.->Iii  wme  cmm  Berena  Talues  will  be  found  for  one  Jiff.    Theee  are  for  the  different  rievee  of  the 

AbbreTintton8.—Aat.= Automatic;  Aut.  die. = Automatic  diacliaree;  b.  cL=boz  claasifler:  B'lowsBeloir; 

dli.sdiachArK«;  dlet.s=di8tributor;  Gr.sGkadedfrom;  H.=Hutcbes  of ;  h.=hutcli;  H.  m.  or  Hunt.  m.=Himt- 

Kieve;  L.sLead;  lbe.spound«;  m.ssmill:  ma.=machine;  Ifax.s: Maximum;  No.sNumber;  OT.sOversixeof; 

■t.=itamp;  at  sLseteam  etamp;  T-sTaiUogs  of;  tr.=trommel;  Tr.  ma.=Trunklii|r  machine;  Un.=Undennxe; 


Material  of  Feed. 


BIseofFeed. 


Net 

Diameter 

of  Screen 

Hole. 


Ratio  of 
Diameter  of 
Screen  Hole 
to  Diameter 

of  Feed. 


Material  of  Bottom 
Bed. 


Thidc- 

neeaof 

Bed. 


Ratio  of 
Diameter 
of  Bed 
Material 
to  Diame- 
ter of 
Feed. 
(6) 


10 


14 


17 


18 


19 


Underriseof  tr... 
Hutches  No.  1  jig. 


Makes  own  bed. 


Inches. 


UttdersiaeNo.  Itr. 


Hutches  No.  1  jig. 


Hutch  of  Na  8  jig. 
From  No.  Itr 


18.7  too 


8.18  too 


8.18 


From  sa  and  p.  t. 


OverriseNaltr... 

OversiaeNo.  8tr... 
OversiseNo.  8tr... 

1st  vfi.  No.  1  Yj,  el. 


8dBp.ofi 
From  trommel. 


FromNa8tr.. 


12  mesh  to  0 
10.1  to  18.7 

18.7  to  6.86 

6.86  too 

88.8  to  9.6 

9.6  too 

Over  18.4 

18.4  to  4.7 

4.7  to  8.8 

8.8  too 

8.8  too 
8010  10 
10  to  6  on  1st 

two  sier 
5  to  8  on  last 

two  sieves. 

8to0 


10to7 


16 


81.76 
19.06 

6.86 

81.69 

9.68 


9.89 
1.80 

0.89 


FromNa4tr....  j 

l8tsp.Nalh7.cl. 
Istsp.  No.8hy.cl. 
9d  spigot  of  same.. 

Overflow  of  same. . 

OrersiseNo.  8tr... 
Oversise  No.  8  tr. . . 
OTer8iseMo.4tr... 

{h) 
8d  sp.  No.  1  hv.  cl . 
OrersiaeNcStr... 
Oversiae  No.  8  tr. . . 
OTersiaeNo.4tr... 

(O 


TtoS 


6  torn  or 

(a)8«toT 

8to0 
8to0 
9to0 

8to0 

4  to  6  mesh. 

6to8 
8  to  10 
10  mesh  to  0 
10 mesh  too 
8  to  6  mesh. 
6  to  8  mesh. 
8  to  10  mesh. 
10  mesh  to  0 


4.76 

1.80 

0.89 
1.80 
1.80 

1.80 
1.80 

1.89 

1.04 
0.89 
0.89 


4.94 

8.00 
1.S8 
1.66 
1.88 


0.86  to  inf. 


1.7  to  8.6 
1.6  to  8.0 

l.Otoiuf.] 

1.0  to  8.8 

1.0  to  inf.] 

—  to  0.99 

0.81  to  0.85 
0.8Bto0.67 

0.89  to  inf. 


Hand-picked  ore . 

Hutch  No.8jig,i8.7 

to  6.86  mm. 

60.8-mm.  stuff 

Hutch  No.  1  jig,  88.8 

to  9.6  mm. 


1" 


8.0 
8.8 
8.8 


Makes  own  bed.< 


0.84  to  0.48 

|0.18to0.86t 
|0.86tto0.90f 

0.46  to  inf.; 
0.66  to 
0.66  to 

0.18  to  0.86 


1st  discharge  No.  4  jig 
Makes  own  bed... 


'! 


0.96  to  0.86 


J  0.86  to  0.87 
10.87  to  0.66 

0.68  to  inf. 


}  " 


draulic  classlfler.    (i)  First,  second  and  third  spigots  of  No.  1  hydraulic  dasBifler, 


tafl 
the 
separately, 
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TABLE  283. — PURPOSE  AND  ADJUSTMENTS  OP  JI08. 
jlK  taken  Id  Older  from  the  head  to  the  un. 

Br.sBryan;  br'k'rsbreakerB:  csooDoentrates:  C.  c.=Ck>ene  oonoentratee;  CLsdeaiiiiig;  cLsclassifler; 
ington  mUl;  Hunts  Huntington;  hv.ssbydnuilio;  hy.  cl.=h7dFaulio  claMifler;  inf.slnflnlty;  j.=}ig:  K.s 
pr.  or  preced^gspreceding;  p.  t.=pickJng  table;  r.s=roll8;  s.=8leTe;  Bcsacreen;  Bni.ss8melter;  ep.sepigot; 
onw.sunwAterar  or  unwatered;  Unw.  b.sUn watering  box;  Z.==Zine. 


Coarte 
Concentrates. 
HowBemored. 


Destination  of  Products. 


Coarse 

Concentrates 

to 


Hutch 

Products 

to 


Tailings 
to 


Amount  of 
Plunger 
Throw. 


Automatic 
Discharge. 


^ 

f 


ill 


9 
10 


Aut.  discharge . 


No.  S  jig... 


;i) 

I Z.  sm.  or  r. 

$[boI1s 

(1)  Lead  smelter 

(•Z.  smelter.. 


\^ 


Wests. 


Inches. 


;^>}Bolte. 

Smelter... 
None 


No.  S  Jig 
;i)Laadsm. 
Z.si 


i 


;5 

Smelter.. 


Graded) 
fromHV 


Graded] 
from* 
to*      I 


180 
170 


m 


t76 


In. 


I  Automatic 
I    discharge. 


!l^Umelter... 

(4)  Bolls 

Same  asjpreced'g 


r(l)Autdl8.< 
(2)  None.... 


16 


17 


Aut.  diseliarge. 


Autwdis. 
None.... 


■  pr. 


Smelter.... 


}: ..:. 


IS 

1ft 


sded) 
om  8> 


Graded] 
from 
to: 

1 


Rolls.. 
Waste. 


4 


1.71 


Aot  discharge.  I  ^ 


Aot  discharge. 


None.. 


Smelter. 

Smelter, 
'8)  None. 
(«)     •*    . 

''    (.) 

(l)LeadmiU 

J  i  Zinc  smelter. 

(4)  Rolls 

mLeadmiU..... 

>S>  Zinc  smelter. 

(4)  Bolls 

Same  as  preoed'g 

None 


%\ 


mLaadsm. 
(8)Zbiosm. 


Mpr. 


(  (l)L.miU 
Smelter, 


\ :  A 


84 
84 

84 

198 

198 

144 

190 
910 

880 

888 

100 

140 

900 

140 

140 

140 

180 
900 
900 

^900 

940 
946 
948 
948 
950 


IH 


•I 


B'low 
8.07 


[o.oo 


8.17 
1.91 
9.64 
9.64 


0.70 
0.76 
0.68 
0.76 


>H 


6.86 


0.68 


9 
/9 


1.01 
1.91 
6.06 

9.79 


8.81 
6.44 

9.61 


0.60 
0.50 
0.68 

0.50 


0.60 


0.67 
0.67 


lags;  Class  C  makes  hutches  and  tailings,  (b)  These  are  the  ratios  of  the  maximum  grains  of  each  materiaL 
upper  discbarge  goes  to  rolls  and  the  lower  goes  to  smelter.  (/)  These  figures  are  for  the  upper  and 
a  fittle  catch  bastai  being  used  to  hold  the  product  that  is  waiting,    (fc)  First  and  second  spigots  of  No.  1  hy- 
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TABLE  283. — ^PUBPOSB  AND  ADJUSTMENTS  OF  J 108.— -(7(m^inU6d. 

NoTB.~Iii  KHiM  cauM  WBwtinX  Tallies  will  be  lound  for  one  i\%.    Theae  are  the  different  ■law  oC  the 

AbbroTiatioiia.— AuLsAutomattc;  Aut  die. = Automatic  discharge;  b.  cL=box  daasUler:  B*low*BBlo«r; 

dis.sdi8charge;  dist.sdistributor;  Or.ssOraded  from;  H. s Hutches  of ;  h.sbiitch;  H.  m.  or  Hunt.  m.rsHiint- 

Kieve;  L.aLead;  lbs.sponnds;  m.smill:  ma.smachitte;  Max.slCaxinRim;  No.sMumber;  Or.sOverslna  of; 

stsstamp;  Mtst.=steam stamp;  T.sTaUings  of:  tr.strommel;  T^.  ma. =Tmnking machine;  nn.aBUn' 


XaterlalofV^ed. 


SiaeofFeed. 


Net 

Diameter 

of  Screen 

Hole. 


Ratio  of 
Diameter  of 
Screen  Hole 
to  Diameter 

of  Feed. 


Katerialof 
Bed. 


Thick- 

neasof 

Bed. 


Batloaf 

Mametsr 

of  Bed 


tar  of 

F^ad. 

(6) 


81 


83 


M 


4th  A  6th  sp. 

0th  A  7th  sp.  same. 

OreraiseNo.  8tr.., 


OTerslaeNo.  4tr.. 


Oversiae  Mo.  6  tr. . 

Spigot  No.  1  hy.  cL 
UDdersiseNo.6tr. 

OrerslasNoStr... 


OTerslaeNo.  8tr... 

Ist  sp.  No.  1  hy.  d. 

8d  spigot  of  same.. 

1st  q».  No.  8  hy  oL. 
**  «« 

No.  Itr.. 


JOT.  No.  9  tr... 

1h.  Naljig 

OtstsIw  Na  8  tr. 

1st  sp.  No.  1  hy.  cl. 


8d  spigot  of 

J  Undersiae  second 
1     half  No.  Itr.. , 

OTersiseNo.Str.. 

Overslse  No.  8  tr. 

Undersiae  No.  8  tr 

(Ist  and  9d  spigots 
-j     No.  1  hydraulic 


Sdsp.  of  same. 
Un.No.  IBtr... 
From  No.  8  tr.. 


lstsp.No.lhy.ol. 

W 
Istsp.  No.  lb.eL 
goes  to  S  Jigs;  Sd 
sp.  to  9  other  jigs 


Mm. 
10  mesh  toO 
10  mesh  toO 


6.4  to  8.7 
8.7  to  8.7 

8.7  to  1.6 

1.6  too 
1.6  too 

4.60  to  8.48 

8.48  to  1.98 

1.98  too 
1.98  too 
0.64  too 
0.64  too 

OTerl9 

19to6 
0.80  too 

6to8 
8to0 

8to0 

7to6 

6to8 
8to0 

(■8  too 

8toO 

10to7 

7to6 

6to8 

8to0 
8to0 

UtoO 


6.40 
6.40 
8.60 
6.41 
6.41 
6.40 
8.66 
8.74 
9.74 
1.69 
1.68 

4.70 


8.84 

1.86 
1.40 
0.80 
0.80 

0.80 

6.06 
8.76 
8.77 
8.16 
1.60 
1.66 
1.66 
1.80 
1.66 
1.66 


10  mesh. 

10] 
10 1 

10 


10 

1.47 
1.47 

1.47 

I     8.68 

I     1.17 

1.47 

1.17 
1.17 
0.81 


j  1:1?  I 

I     0.81     J 


Itol, 
Itol, 
1.8  to 
1.6  to 

1.6  to 

1.7  to 
1.4  to 
1.0  to 
1.0  to 
1.0  to 
1.0  to 


1.0  to  1.4 

1.1  to  8.1 
1.4totaif. 


.7 
.7 
9.8 

9.0 
9.0 
9.4 
9.4 
1.8 
1.8 
inf. 


>  Lead  diot,  11.9  mm. 


f     H 


I  Worn  shot  of  Jigs 

*    1  and  9  with  4.6- 

mm.  shot  added. 


1.9 

8.0 

1.7 

8.1 
8.1 


BCakesownbed. 


1.4  to  inf. 

~  to  0.78 

0.49  to  0.84 
0.81  to  inf. 
0.46  to  0.99 
0.86  to  0.78 
0.60  to  inf. 
0.08  to  "• 
0.69  to   " 


i  Hutch  No.  1  Jig,  t 
I     4.60to8.48Bun.f 

[  Hutch  No.  9  Jig,  i 
I    8.48  to  1.96  nun.  f 


j  Hutch  No.  8 
1     1.98 


l^^ 


IH.  1 


1.8 
9.9 


1.9 


Hakes  own  bed.  < 


\  Hutch  No.  8  Jig,  I 
>    9.77  mm.  to  0.     f 


Makes  own  bed. 


i  Discharge  of  Na  i 
[  3  Jig,  6  to  8  mm. 


1.7 


0.16  to  0.91 
0.91  to  0.90 

0.9Bto0.48 

1.9to  takf. 
0.80  to   " 


Makes  own  bed. 


1st  slere  has  bed  pot 
on;  9d  makes  own. 
Makes  own  bed. ... , 
let  s.  has  let  h.  No.  4 
iig,  8  mm.  to  0;  9d  ft 
Sd  bave9d  h.  No.  4 
Jig,  1.17  nun.  too. 


1-9 

hi 


(a)  Class  A  makes  coarse  concentrates  and  tailings;  Class  B  makes  coarse  concentrates,  hutches  and  tall> 
(i )  9^  Incbea  and  less,  {k)  Skimmed  when  the  bottom  bed  becomes  9^  inches  deep.  (I)  Huntington  mill  l^ 
charges  but  they  are  not  used,  (p)  if  inch  on  the  two  small  Jigs,  1^  inches  on  the  laige  Jig.  (g)  This  is  a  Psr- 
nptK  of  figures  are  for  the  two  coarse  Jigs  and  the  two  fine  Jigs  respectlTely. 
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TABLE  283. — ^PURPOSE  AND  ADJUSTMENTS  OF  JIGS. — Continued, 

JifT  taken  In  order  from  the  head  to  the  tail. 

Br.sBiyan;  brVrssbreakars;  e.s=oonoeQtratee;  C.  c.=Co«ne  oonoentratee:  Cl.=Cleanlnir;  ol.selaMifler; 
itt^ton  mill;  HunLsHunUngton;  h/.shydnuilio;  hj.  cLshydraulio  claaaifler;  inf.sinflnity;  J.:  "      ** 
—    ,._    .. ^     .r. ._._._...    _     _  ,._.  _     _. i.aB8molter;  I 


pr.  or  preoed'g: 
unw.  sunwaterer 


preceding;  p.  t.= picking  table;  r.  a  rolls;  e.seieTe; 
or  un watered;  Unw.  b  sUnwaterint:  box;  Z.=Zino. 


•csaereen;  am.: 


;  ■p.=»8pigot; 


Ings;  Claas  C  makes  hutches  and  tailings,  (b)  These  are  the  ratios  of  the  maximum  grains  of  each  material, 
unwaterer.  (m)  Below  8.70.  (n)  Discharges  onlj  when  bottom  bed  gets  too  deep,  (o)  Has  automatic  dis- 
■ons  jig,  see  f  988.    (r)  Second  spigot  and  overflow  of  the  same.    («)  Probably  by  skinuning.    it)  These  two 
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TABLE  283. — PURPOSE  AND  ADJUSTMENTS  OF  JIGS. — Continued, 

NoTB.— In  some  cases  seTenU  ▼allies  will  be  found  for  one  jig.    These  are  for  the  dlfTerent  sieves  oC  tftie 

AbbreTiatloaa.~Aut.s Automatic;  Aut.  dis.sAutonmtic  discharge;  b.  cl.=boxclas8ifler:  B^lowsBelow; 

di&sdischarge;  dlsLsdistributor;  Or.ssGraded  from;  H.=HutcbesoC;  li.=hutch;  H.  m.  or  Hunt^  m.=Hiint 

Kleve;  L.sLead;  lbs.=pounds;  m.smill:  ma.ssDmchine;  lfax.= Maximum;  No.s=Number;  Ov.sOversize  of ; 

st.=8tamp;  st.  st.=steam  stamp;  T.sTaUlDgs  of;  tr.strommel;  Tr.  ma.=TniDlting  Dmchine;  Un.=UDder«ixe; 


1 

1 

3 

I 

Material  of  F>Bed. 

SiaeofFeed. 

Net 

of  Screen 
Hole. 

Ratio  of 
Diameter  of 
Screen  Hole 
to  Diameter 

of  Feed. 

Material  of  Bottom 
Bed. 

Thidc. 
"fled. 

Ratio  of 

Diameter 

of  Bed 

M&terial 

toDiaoie- 

terof 

Feed. 

(6) 

86 

1 
8 
8 

1 

9 
8 

4 
5 

6 

1 
8 
8 

5 

6 

7 
6 
9 
10 
11 

8 
8 
4 
6 

6 

7 

8 

9 
10 
11 
18 
1 
8 
8 
4 
6 

1 
9 

8 

4 
6 

B 
C 

C 

c 

0 

c 

A 
A 
A 
A 

A 

A 

A 
A 
B 
C 
C 
A 
A 

A 

A 

A 

A 

A 
A 

C 

C 

c 

0 
B 
B 
A 
B 
0 

A 
A 
A 

A 
A 

Uoderstse  No.  1  tr. 

From  dist.  after  r. 

(w) 

OrersiaeNo.  Str... 

OTersiaeNo.4tr... 
OTersiae  No.  5  tr.. . 
OTersiae  No.  6  tr. . . 
lst.sp.No.lhy.cl. 

9d  spigot  of  same.. 

FromNo.ltr. 

OversiaeNo.  Str... 
Overside  Na  4 tr... 

OversiaeNo.  6  tr... 
OveraiaeNaStr... 

Over8iseNo.8tr... 

(<) 
Udw.  9dsp.  same.. 
Udw.  Sdsp.  same.. 
FromNo.  Itr. 

OversiaeNo.  4 tr... 
Over8laeNo.6tr... 

OversiaeNo.  6 tr... 

OversiaeNo.  7 tr.. 
OversiaeNo.  9  tr... 
jUDw.  1st  spigot 
i     No.lhy.37:.. 

Unw.  8d  sp.  same.. 
Udw.  4th  ep.  same. 
OversiaeNo.  Str... 
OversiaeNo.  4 tr... 
OversiaeNo.  Str... 
1st  sp.  No.  Ihy.d. 
Sdsi^gotof  same.. 

FzomNo.1tr 

FromNa9tr. 

** 
•• 

Mm. 
StoO 

Mm. 
8.77a8.97 

^xSmesh! 

5.09 

5.41 
8.68 
8.18 
9.18 

8.18 

5.08 
6.08 

8.74 
8.74 

1.67 

1.67 

1.60 
0.89 
0.89 
0.09 
0.09 
4.76 
4.76 

4.75 

8.18 

8.18 

1.0« 

0.89 
1.04 

8.18 

8.18 

1.04 

1.04 

4.70 

8.48 

1.88 

9.6 

9 

9.81 

9.81 

9.81 

.      1.07 
1.07 

0.89 
0.89 

0.5  to  inf. 

Makes  own  bed 

C.aNaljif,6to8mm 

(About  88 lbs.  lead 
<  shot  on  each  sieve, 

u 

(«) 

Makes  own  bed 

Inches. 

8 

8 

( 

StoO 

6.7  to  8.6 

S.StoS.l 
8.1  to  1.6 
1.5  to  0.9 
0.91  too 

0.91  too 

88.1  to  86.4 
85.4  to  15.9 
15.9  to  18.7 

18.7  to  10.8 

10.8  to  8.8 

8.8  to  4.4 

4.4to8.6 
8.8  to  8.0 
8.0  too 
8.0  too 
8.0  too 
40  to  86 
85  to  16 

IS  to  18 

18to8 

6to6 

6  to  8.6 

8.5  to  8 

8.6  to  8 

[stoO 

StoO 
StoO 
9to0 
6to4 
4toS 
8  to  9.6 

9.5  to  0 

9.6  too 

95  to  16 
16  to  10 
10to7 
7to6 
6toS 

2  0 

86 

l.Otol.S 

1.5  to  9.6 

1.7  to  9.4 
1.4  to  9.8 

8.8  to  inf. 

S.0 
S.I 

6  S 

4.7  &  9.4 

7.8  &  4.0 

87 

0.18  to  0.90 
0.90  to  0.88 
0.17  to  0.99 
0.89  to  0.87 

0.16  to  0.19 

0.19  to  0.86 
0.84  to  0.54 
0.88  to  0.45 
0.45  to  inf. 

t« 

t« 

•« 

M 

U 

U 

»• 

C.cNo.8J.8.fr4i.Omm 
Makfffi  own  bed. . ... 

r. 

oliato'oVio" 

0.19  to  0.80 
0.80  to  0.40 
0.87  to  0.40 
0.40  to  0.64 

0.81  to  0.80 

0.86  to  0.46 
0.80  to  0.58 

1.6  to  Inf.  1 

88 

»i 

i* 

M 

M 

U 

M 

•t 

C.C.  Nos.6ft  6  Jigs, 
8  to  8.6  nun. 

•4 

C.cNo.7Jig.8.6-9mm 
Makes  own  bed 

}     8-8H 

4 

89 

0.78  to  1.2 
O.Otol.l 
0.51  to  0.61 
1.0  to  inf. 

t« 

M 

•« 

Co.  No.  4  jig,  9.6mm. 
Makes  own  bed 

80 

0.09  to  0.16 

0.16  to  0.88 

0.98  to  0.88 
0.11  to  0.15 
0.11  to  0.16 

0.18  to  0.18 
0.18  to  0.80 

M 

•• 

• 

« 

(a)  Class  A  makes  coarse  concentrates  and  tailings;  Class  B  makes  coarse  concentrates,  hutches  and  tail- 
(u)  Every  two  hours  when  the  bottom  beds  become  4  inches  thick  they  are  skimmed  to  8  incbea  <9>  Na  1 
£ach  sieve  has  about  88  pounds  of  lead  shot,  7.1  mm.  in  diameter  and  lOO  pounds  of  the  hutch  of  No.  8  jig.  8.6 
watered  first  spigot  of  No.  1  hydraulic  dassifler.    (aO  To  smelter  as  first  class  concentrates.    (60  To 
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TABLE  283. — PURPOSE  AND  ADJUSTMENTS  OP  JIGS. — Continued, 

jig  taken  in  order  from  the  head  to  the  tail. 

Br.s^Bryan;  br*kY= breakers;  c.= concentrates;  O.  csCkxarse  oonoeotrates;  CI. = Cleaning;  cLscIaasifler; 
ington  mill;  Hunt = Huntington:  hy.=: hydraulic;  hy.  cl.=hydraulic  classifier;  inf.=inflnify;  ].=s}ig;  K.s 
pr  or  preced'gs preceding;  p.  t.spicking  table;  r.=roll8;  8.=8ieTe;  s&sscreen;  sm.ssmelto';  sp.sBplgot; 
unw.sunwaterer  or  unwatered;  Unw.  b.sUnwatering  box;  Z.s2«inc 


ings;  Class  C  makes  hutches  and  tailings,  (h)  These  are  the  ratios  of  the  maximum  grains  of  each  material, 
or  No.  2  surface  current  box  classifier.  (io)  Spigots  of  box  classifier  and  tailings  of  trunking  machine.  Or) 
to  2. 1  mm.  diameter,  (y)  These  two  figures  are  for  the  crank  arm  Jigs  and  the  Hars  Jigs  respectively,  (s)  Un- 
as second  class  concentrates. 
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TABLE  283. — PURPOSE  AND  ADJUSTMENTS  OF  JIGS. — Continued. 

NoTB.— In  some  cmm  weiwenX  Taluea  will  be  found  for  one  jig.    Tlwse  mn  for  the  different  sferes  of  the 

AbbrarlAtioiii.— Aut.=Atttoomtic;  Aut  dia.s  Automatic  dischAnee;  b.  cl.s=boz  dMriHer:  B'lowsBelov; 

die.=diaeharire;  dist.sdi8tributor;  Qr.sQrededfrom:  H.= Hutches  of;  h.=but«h:  H.  m.  or  Hunt.  m.=Hnnt- 

Kiere;  L.=IiMd;  lbe.spounda;  m.^mlU;  mn.=mnchine;  H&x.=llazimam;  No.=Nuniber;  Or.sOvereiKof; 

Bt.=etamp;  sL  etseteem  etamp;  T.=TuUngtof;  tr.strommel;  Tr.  ma.sTrunkin|r  machine;  Un.=UndeniK; 


HalirtalofflBed. 


SiaeoffiBed. 


Net 
Diameter 
of  Screen 

Hole. 


Ratio  of 
Diameter  of 
Screen  Hole 
to  Diameter 

of  Feed. 


Haterialof  Bottom 
Bed. 


Thick- 

ll<«flBOf 

Bed. 


Ratio  of 
Diameter 
ofiied 
Material 
toEMame- 

tPTOf 

Fee^ 

0» 


80  6 

7 

6 


let  qK  Na  1  hj.  d. 
SJepigotof 

8dq».of  eame.. 
FromNa  Itr.., 


From  Na  t  tr.. 


let  tp.  No.  1  h.  el. 


9d  Qilgot  of  lama. 

8d  spigot  of  same. 
Istep.  No.  4  b.  cl. 
Sd  spigot  of  same. 
8d  spigot  of 

From  No.  1  tr. 


FromNa  ttr.. 


Ist  sp.  No.  2  h7*  oL 

9d  spigot  of  same. 
8d  spigot  of  same. 

lstsp.N0.8l7.cl. 

9d  spigot  of  same.. 
8d  spigot  of  same. 


BYomNo.  Itr.. 
From  No.  9  tr.. 


lstsp.No.1  hj,€L 

9d  spigot  of  same. 
From  No.  9  tr 


StoO 
StoO 

StoO 

OrerlS 

18  to  16 
16to9 

9to6 

8to4 

4toO 

4to0 

4to0 
9.6  too 
9.6  too 
9.6  too 

Otw19 
19to8 

StoO 

OtoS 

StoO 

StoO 
StoO 

StoO 

9to0 
9to0 

19.7  to  7.0 

7.0  to  5.1 

6.1  to  8.8 

8.8  too 

8.8  too 
16  to  18 


1.07 
0.80 
0.80 

0.80 


0.80 


8.68 

9.00 
9.60 


9.60 
9.00 
8.00 

1.98 

1.89 
1.98 

1.98 
1.98 

1.98 

1.08 

1.88 

1.08 

1.08 

1.08 
1.66 

1.08 

1.40 
1.40 


81 

8  mesh. 


19 

14  mesh. 
6.81 


0.86  to  inf. ) 
B.SOto  "  y 
D.SOto  " 


Inches. 


Makes  own  bed. 


—  to  0.90 

0.14  to  0.17 
0.17  to  0.90 


0.98  to  0.48 
0.48  to  0.66 
0.76tofaif. 


Sometimes  needl 
coarse  conce 
tratesof  No.OJlg, 
8  to  1.07  mm., 

Makes  own  bed. 


Bn-1 
Jl«,j 


Makes  own  bed. 


0.40  to  inf. 


—  to  0.16 
0.16  to  0.94 

0.94  to  0.88 
0.88  to  0.64 
0.64  to  inf. 


0.06  to  inf. 


0.46to0.fi9 


Makes  own  bed. 


Makes  own  bed. 


Makes  own  bed. 


Makes  own  bed. 


(a)  Class  A  makes  coarse  concentrates  and  tailings;  Class  B  makes  coarse  concentrates,  hotciies  and  tail- 
ia')  To  smelter  as  first  class  concentrates.  (6')  To  smelter  as  second  class  concentrates,  icf}  This  ]ig  makes 
automatic  discharges  like  No.  6  jig.    (/')  Automatic  discharge  run  intermittent!/  when  bottom  bed  gets 
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TABLE  283. — PURPOSE  AND  ADJUSTMENTS  OF  JIGS. — Continued. 

^  taken  in  order  from  the  head  to  the  tail. 

Br.sBryan;  br'k'r= breakers;  c.=coDceDtratee;  C.  c.=Coar8e  conoentrates;  Cl.=Cleaoing;  cl.scla«ifler: 
ingtonmiU;  Hunt.sHunUngtoD;  hy=hydraulic;  hy.  cl.=hydrauUc  claasifler;  iuf.sinflnity;  j.=Jiff:  K.s 
pr.  or  preoed'g= preceding;  p.  t.=pfcking  table;  r.=rolla;  8.=8ieve;  sc^acreen;  8m.=8melter;  sp.=8piffot: 
unw.sunwaterer  or  unwatered;  Unw.  b.=Un watering  box;  Z.=Zinc. 


I 


ao 


33 


10  None. 


Coarse 

Oonoentrates. 

How  Removed. 


.l)Aut.dis.... 

:8)None 

.(8>Aut.di8.... 


Destination  of  Products. 


CkMirse 

Concentrates 

to 


(CO 


NoDe.. 


J  Automatic  tail 
I    discharge. 


(Antomatio 
\  iaildis- 
(    charges. 


(1)  Smelter.... 
(8)  No.  9 rolls. 
Same  as  preoed'g 

^  I  Smelter. . 

2J[No.8rolls... 

,  Same  as  preced'g 

■Smelter... 


fO)  Ant  taU  dis 

(2)) 

None 


(«0 


(4) 
None. 


Autdiseharges-I 


None.. 


i 

j4)Aut.di8. 
Same  as  preoed^g 
None 

UvNoDe... 

(4)  Aut.  dis. 
Same  as  preoed'g 
None 


Aut.discharges 


fO)  (/O    

W   (/O   

(8)  None. 

(4>  (/O    

one 

Aut  discharges  H 


(1)  (a')       . 

(2)  None , 

(8)  No.  4  rolls. 

(CO 


None.. 


Hutch 

Products 

to 


(1)  (aO 

(8)  (60 

v8)  No.  4  r. 
(1)     (aO 


(8)1 
(8)[_ 


No  8  rolls... 


DSmelter . 


Mone.. 


None. 


Ce') 


(1)  Smelter,.... 
(8)  No.  8  rolls.. 
J^^Smelter... 


®} No.  8  rolls... 

1^1  Smelter 

(3)  I  vuma 


siame  as  preoed'g 

(8)  (-None 

(4)  Rolls 

Same  as  preced'g 
None 

.  ,  {-None 
(8)) 

(4)  Rolls 

Same  as  preced'g 
None 

|J>[  Smelter 

(8) No.  8 rolls.... 
Same  as  preced'g 

[JH  Smelter. 

(8)  None 

(4)  No.  8  rolls 

None. 


{J}  [  Smelter 

(8) No.  8 rolls... 


(&0 
(4)  No.  4  r. 

(1>  Smelter. 
No.8r.. 
Same  as  pr. 


Sm . . . . 

No.8r 
measpr. 


(8) 
(4)} 


^8>[No.8r. 


Same  as  pr. 


No.  8  rolls 


Smelter. 

0) 
(2) 

JJjfRoUs... 

Same  as  pr. 


(8)No.  2r.. 
Same  as  pr. 

<«>[No.«r. 
Same  as  pr. 

No.  8r... 


Tailings 
to 


Waste.. 


^  Waste.. 


No.  8  rolls. 
Waste.. 


Amount  of 
Plunger 
Throw. 


InL-htfs. 

p 
I 

1 

H 
\i 
H 
H 


J 


886 


SM 


180 

180 
184 


186 
880 

880 

880 
880 
880 
880 

150 
176 

186 

900 

960 

280 
800 

800 

806 
816 

180 


188 
150 


Automatic 
Discharge. 


t5 


In 


V^ 


{^ 


% 


f" 


W2^ 

%i4    S   O 


8.18 


aTO 


(dO 
8.58 


4.28 
8.58 


8» 


0.G8 


0.fl6 
0.60 


0.69 


5.66 


0.98 


ings;  Class  C  makes  hutches  and  tailings.    (6)  These  are  the  ratios  of  the  maximum  grains  of  each  materlaL 
practically  no  coarse  concentrates;  it  is  probably  skimmed  occasionally.   (dO  Below  2.18.  (eO  Probablj  bai 
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TABLE  283. — ^PUBPOSE  AND  ADJUSTMENTS  OF  Jios. — Continued. 

NoTB.~In  tome  cmm  sevenl  ▼alues  wlU  be  found  for  one  Jig.    Tlwae  are  for  the  different  aiflves  of  tl» 

Abbreviations.— Aut.= Automatic;  Aut.  die. s=  Automatic  diaeharge;  b.  cLsboz  daaalfier;  B^owsBelov; 

di8.sdiacbarge;  distsdistributor;  Or.sOraded  from:  H.sHutcbea  of;  h.shutch;  H.  m.  or  Runt^  m.=Himt- 

Kiere;  L-sLead;  lbe.spouMds;  m.smlU:  ma.=smachlne;  Maz.=Mazimum;  No.sNurober;  Or.sOperaiaeof; 

■t.s8tamp:  at.  stsssteam  stamp;  T.=TailingB  of;  tr.atrommel;  Tr.  ma.sTninlcins  machine;  Un.aUnderriie; 


0    A 


I 


9    B 


8    A 


1st  sp.  No.  1  hj.  d. 

SdftSdsp.  ofaame. 
4th  ft  5th  sp. 


Material  €f  Feed. 


From  No.  9  tr.. 
FromNaStr.. 

M 

From  Ma  4  tr,. 


Oversiae  No.  1  tr.. 

OrerBise  No.  9  tr. . . 
Overslae  No.  8  tr. 


No.4tr.. 

let  sp.  No.  1  b7>  <d. 
9d  spigot  of  same. 


.3d  spliot  of  I 
spigot  of 


4th  sp 


1st  sp.  No.  9  hj.  el. 

9d8p.  of  same 

8d  spigot  of  same.. 

No,9tr... 


OTersiaeMo.8tr.. 
Overuse  No. 4  tr... 

1st  sp.  No.  1  b7*  cL 

9d  spigot  of  sam 

OTer8izeNo.9tr... 

Ov.  No.  8  tr.  and 

hutohNcljig. 

Overslae  No.  4  tr. . . 
OversiseNo.6tr... 
1st  sp.  No.  1  hy.  cl. 
9d  spigot  of  same.. 
8d  spigot  of  samei. 
4th  spigot  of  same. 


SiaeofFeed. 


Mm. 
18  to  11 

llto9 

9to7 

7to6 
8to9 
StoO 


8to0 
StoO 

Over  16 

18to9 
9to6 

5toa 

atoo 

StoO 
StoO 
StoO 

9.6  too 

9.6  too 
9.6  too 

19.7  to  7.9 


7.9  to  6.1 


6.1  to  8.8 


8.8  too 

8.8  too 
88.1to9S.9 
98.9  to  9.6 
and  7.94  to  0 

9.6  to  6 
6  to  9.6 
9.6  too 
8.6  too 
9.6  too 
9.6  too 


Net 

Diameter 

of  Screen 

Hole. 


6.81 
4.88 
8.61 

8.00 

8.00 

1.96 
1.96 
1.66 
1.66 
1.40 
1.04 


8 
9.18 

1.68 

9.18 

1.89 
1.69 
1.89 

1.88 

1.80 
1.80 


19 


18 


imeah. 

Smash. 
7.04 

7.94    I 
4.94 

9.80 

9.80 
1.98 

1.98 

1.47  » 

1.88  f 

1.47  I 

0.91  f 


Batloof 
THameterof 
Bcreen  Hoie 
to  Diameter 

of  Feed. 


0.68  to  0.69 
0.44  to  0.64 
0.40  to  0.88 

0.48  to  0.80 

0.60  to  1.0 

0.64  to  inf.  1 
0.64  to  ••  I 
0.66  to  "  f 
0.66  to  ''   J 


—  to  0.1 


0.10  to  0.88 
0.94  to  0.48 


0.80  to  0.61 


0.71totaif. 


O.Oltofakf. 


0.81  to  0.86 
0.86to0.84 
ft  1.0  to  inf. 

0.46  to  0.85 

0.61  to  1.04 

l.Oto  inf.  ) 
0.77  to  "    f 


Material  of  Bottom 
Bed. 


Makee  own  bed. 


From  next  coarser  so. 


0  to  6  mm.  staff. 


Makes  own  bad.. 


Maksaownbed. 


I  Ooarae  c.  No.  4  iig, 
I    n  to  9.60  — 


Thick- 

neasof 

Bed. 


Ratio  of 

Diamsttf 

of  Bed 

Material 

toDisma 

terof 

Feed. 

(&) 


9 
9 

1 

1 
1 

IM 


8.6 


.  (a)  Class  A  makes  coarse 
(yO  Probably  none.    <fcO  To 


concentrates  and  tailings;  Class  B  makes  ooane  oonoentrates,  hutches  and  tsfl- 
suit  the  bottom  bed. 
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TABLE  283. — ^PUEPOSE  AND  ADJUSTMENTS  OP  JIGS. — Continued, 

Jig  takan  in  order  from  the  head  to  the  tall. 

Br.sBryan;  hr'kY=  breakers  cscoDoeatrates:  C.  c.sCoarse  oonoentratee:  Cl.sCleaains;  cLsolaiisifler; 
ington  mill;  Hunt. = Huntington;  hy.= hydraulic;  hy.  cl.=hydraulic  ^laasifler;  Inf.sinflnTty;  j.=jig;  K.s 
pr.  or  preoed'gs preceding;  p.  tspicking  table;  r.=rol]8;  ■.=Bieve;  scsscreen;  unLssmelter;  8p.=Bpigot; 
unw.sunwaterer  orunwatered;  Unw.  b.=Unwateringboz;  Z.=Zinc. 


Coane 
Ooncentrates. 
HowRemoTed. 


Destination  of  Products. 


Coarse 

Ck>noentrate8 

to 


Hutch 

Products 

to 


Tailings 
to 


Amount  of 
Plunger 
Throw. 


li 


Automatic 
Discharge. 


¥ 


.2     T« 


Aut.  discharge. 


Same  as  preoed'g 

(J]  [smelter 

^)  Rolls... ^^^^ 
Same  as  preoed'g 

$)>  Smelter. 


No.8r.... 
Rolls.... 


Watte., 


(8)ySm. 

(8)1    . 

(4)  Bolls.... 

Same  as  pr. 


86|  1 

8 

8 


Ant  disfsharge. 


{ 


gH  Smelter. 

9)No.8roUi 

ipreoed'g 


(8)  No.  8  rolls., 
Same  as 


None. 


No.  8  rolls 
me 
None 


lelter. 

Et.  8  rol 
as  preoed'g 


(1)  Smelter. 
Same  as  pr. 

;8)No.8r.. 


(8 

(1) 

(8)  No.  8  r. 

Same  as 


Smelter. 


(" 


pr. 


l^gfNoo. 

(8)  Aut  dis.. 
lame  aspreoed^g 

\ 


Autdischarges  -J 


[^[None 

(8)  No.  8  rolls.. 
Same  as  preoed*g 

(DSmelter 

(8) No.  8  rolls.. 

^>[  Smelter. 


8Jt* 

(8)  No 


|JHNo.8roll8... 
Iljlsmtdter....! 
[2 1  No.  8  rolls.  J 

[^[Smelter 

S)None 

4) No.  8  rolls... 


(8)No.8r.. 
Same  as  pr. 

(DSmelter. 
8)  No.  8  r. 

:i) 

8) 
:4) 


No.8r. 


Autw  discharges.. 


one.... 
Smelter., 


Same  as  pr 


No.  8  Jig.. 
i  No.  8  Jig 
1     orsm 

Smelter. . 


jCl)None 

1(8)  Aut.  dis.. 

Same  as  preced'g 


(1)None ( 

(8)Hunt.miU..( 

Sameaspreced^g 


No.  1  rolls.. 

'No.8roUs 

iUnw.  to 
1  No.8r.. 


Waste....  { 


(1)  Smelter. 
(8)  Box  cl. . 


} "  •••] 


Inches. 


ISO 
170 
170 

180 
8tX) 


860 
800 

180 

100 
170 

170 

146 

148 
145 
145 

800 

850 
875 


In. 


In. 


9^ 


Be- 
low 
8.88 
8.88 
8.18 

864 


VO.T0 

0.70 
0.87 


0.88 


175 
175 

180 

180 

800 

800 

800 

800 


8 
8 

8 


8.00 
8.89 
8.88 
4.07 
6.88 
10.16 
18.70 


0.87 
0.88 
0.88 
0.81 
0.81 
0.14 
0.14 


8 

'i 


(h') 

(hri 
ih') 
ih') 


80.88 


logs;  Class  C  makes  hutches  and  tailings,    ib)  These  are  the  ratios  of  the  maximum  grains  of  each  material. 
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TABLE  283. — PURPOSE  AND  ADJUSTMENTS  OF  JIGS. — Continued, 

Note.— In  Bome  cases  seTentl  values  will  be  found  for  one  Jig.    These  are  for  the  difFerent  sieves  of  the 

Abbreviations.— Aut.s Automatic;  Aut.  di8.= Automatic  discbarge;  b.  cl.=boz  classifier;  BMowsBelow; 

dis-sdischarge:  dist.= distributor;  Qr.=Graded  from:  H. = Hutches  of ;  h.chutch;  H.  m.  or  Hunt.  m.^Huot- 

Kieve;  L.=Lead;  lbs.=pouDds;  m.cmill:  miLsmachine;  Max. = Maximum;  No.sNumber;Ov.sOverBt2eor; 

st.=Btamp;  st.  stsgteam  stamp;  T.sTailingsof;  tr.strommel;  Tr. ma. =Trunlcing machine;  Un.sUndersize; 


a 


Material  of  Feed. 


SiaeofFMd. 


Met 

Diameter 

of  Screen 

Hole. 


Ratio  of 
Diameter  of 
Screen  Hole 
to  Diameter 

of  Feed. 


Material  of  Bottom 
Bed. 


Tblok- 

neasof 

Bed. 


Ratio  of 

Diameter 

of  Bed 

Material 

toDiame- 

terof 

Feed. 

(6) 


(d) 


14|   B 


41 


10    B 


(d) 

Ist  sp.  No.  8  by.  d. 
9d  spigot  of 


From  No.  7  tr. 
(  Ov.  No.  8  tr.  and 
lhutcht*sKo.l6Jig 

B    Istsp.  No.4hy.  cl 

B  8d  spigot  of  same. 
A    "         "     '  ' 
A 
A 


From  No.  1  tr. 

FYomNo.  8tr. 

OveniaeNo.  8tr... 

Over8iaeNa4tr... 


Ist  sp.  No.  1  by.  d. 
Sd  spigot  of  same.. 

l8tsp.No.9hy.  d. 
9d  sp.  No.  %  hy.  d. . 
Spigots  No.  Shy.  d. 

Spigots  No.  4  by.  cl. 

OversiaeNo.8tr... 
Over8iaeNo.8tr... 

Over8iaeNo.4tr.. 

llst,M.8dand4tii 
I     sp.  No.  1  hy.  d. 

Istsp.  Na8by.d. 


8d  spigot  of 
OversiseNo.  Str.. 
Oversise  No.  8  tr. . 
OversiaeNo.4tr.., 
lstsp.No.  Ihy.  cl. 


Mm. 

1.6  too 

l.StoO 

n.9tofl.6 
9.6  to  5  and 
6.<»to0 

6toO 

6to0 

64.0  to  88.1 

88.1  to  16 
16  to  8.6 

8.6  to  4.6 
4.6  too 
4.6  too 

4.6  too 


4.6  to  0 
9.6  too 

8.6  too 

90to7 
7  to  4.6 

4.6  to  8 

[8to0 

8to0 

8to0 
16.0  to  9.6 
0.6  to  6.4 
6.4  to  8.9 
8.9  to  0 


(d) 


id) 


1.8  to  inf. 


(d) 


^^C.^c.No.4J.,6to 


1.98 
6.09 


0.96  to  0.00 
0.87  to  0.69 
ft  0.46  to  inf. 


(l)lC.cofNo.8jig, 
(9)  \     9.6  to  6  mm., 
IC.c.No.4 
9.6  mm. 

Same  as  preceding.. . 

Makes  own  bed 


Inches, 
(d) 


(d) 

6.8 
6.8 
8.8 


9.68 
8 

8.58 
9.07 
9.18 
1.68 
9.07 
9.18 
1.69 
9.18 
1.08 
1.69 
1.58 
1.80 
1.80 
1.04 
1.04 
1.04 
0.91 
0.91 
9.18 
1.09 
1.68 
1.68 
1.09 
1.68 
1.80 
1.80 
4  mesh. 

6.00 

8.68 
8.58 
9.97 

1.80 


1.80 


1.80 

4.70 
6.86 
6.85 
8.48 
8.48 

8.48 


0.18  to  0.96 
0.91  to  0.68 
0.94  to  0.^ 
0.81  to  0.60; 
0.96  to  0. 
0.18  to  0. 
0.60  to  inf. 
0.47  to 
0.84  to 


V.WB 

0.60) 
0.47  > 
0.84  > 
inf.  1 


Ooarsee-No.  6  Jig, 
4.6to8.09mnL 


0.86  to  inf.  1 
0.61  to  "  I 
0.61  to  "  f 
0.61  to  "  J 


SM-8 

SM-8 


1.8 


Makes  own  bed. 


0.81  to  1.8 

0.80  to  1.9  ) 
0.80  to  1.9  V 
0.06  to  0.09  ( 

0.48tohif. 


0.48  to  «* 


0.80  to  0.80 

0.87  to  1.0 

0. 

0. 

0.64  to  1.1 

1.1  to  inf. 


u.ou  w»  u.ov 
0.87  to  1.0  I 
0.07  to  1.0  V 
0.88  to  0.64  i 


(a)  Class  A  makes  coame  concentraien  and  tailings;  Class  B  makes  coarse  conoentrates,  hutches  and  tail- 
ed) Jigs  9, 10, 11  and  19  are  Just  like  Nos.  6,  6, 7  and  8  respectively,  except  they  are  fed  from  No.  9  hydmuiio 
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TABLE  283. — ^PUKPOSE  AND  ADJUSTMENTS  OF  JIGS. — Continued. 

jig  taken  In  order  from  the  head  to  the  tail. 
Br. s Bryan;  br'kY=  breakers;  c.=c 
Ington  mill;  Hunts  Huntington; 

pr.  or  preced'gspreceding;  p.  t.=-, „ .  „ 

unw.=unwaterer  or  unwatered;  Unw.  b.=Un watering  box;  Z.=Zinc. 


Coarse 

CJoncentnttes. 
How  Removed. 


Destination  of  Produete. 


Ooarae 

Conoentratee 

to 


Hutch 

Products 

to 


TsOlngs 
to 


Amount  of 
Plunger 
Throw. 


Automatic 
Discharge. 


i2o^ 


88  9 
to 
12 

18 


40 


^  (d) 

!(J1[^<«« 

!(8)Autdls 

Same  as  precede 
AuL  discharges. 


g)}Nooe... 
^8)  Smelter.. 


18 

I 

8  Aut  side  dis. 


Sameaspreced'g 
Smelter 


I 


Auttafldis.. 


J||[n,„.... 

U4)Autdis.. 


«') 


«') 


Sameaspreoed*g 
Aut  discharge... 


None. 


None 

(2)  J.  None. 

(3)1 

(4)  Hunt.  mill. 

Same  as  preced*g 

No.  6rolIs.... 
Smelter 


1  gH  Smelter... 
1  (8)No.4roUs.. 


Same  as  pr.. 


Smelter.. 


Sl^lSmelter.... 
No.  8  rolls.. 


m^ 

(8)  Hunt  m. 

Same  as  pr. 

No.  10  Jigs 
Smelter. . . 

^)Hunt  m. 
Same  as  pr. 
No.2tr. 


Smelter. 


«D 


►  Waste.. 


(4)  Hi 


unt  m. 

Same  as  pr. 

Ko.  4  roUs. . 
Smelter. . . . 


(8)No.  4r.. 
Same  as  pr. 
No.8roUs.. 

(8)  No.  4  r. . 
Same  as  pr. 

(8)  No.  8  r. . 


Steam  St. 
Hunt  m.. 


Inches, 
(d) 


id) 
900 

900 

170 


In. 
(d) 


In. 
(d) 


id) 


ti 

{::: 


••Waste... 


No.  9  br'k*r 
No.  1  rolls.. 
No.  8  rolls 

Hunt  m.- 


%» %» A*  A 


[waste..  J 

No.  9  rolls. 
No.  8  rolls.. 

No.  4  rolls. 

Waste.... 


No.  8  rolls- 
No.  4  roUs 


-Waste... 


900 

900 

140 
140 
140 

100 
180 

180 

900 
910 
910 

910 

140 
100 

190 

910 

910 

910 
80 
100 
115 
180 


H 


8H 

2| 


1.18 
1.07 
1.00 

a24 

8.68 
9.89 
9.89 


icH  10.10 


SH 


lU.M 
10.80 
14.51 
16.08 
tO.98 
82.58 
26.40 
26.40 
88.87 


id) 


0.71 


0.68 
0.68 
0.68 

0.68 

0.68 
0.68 
0.68 

0.68 


a68 


0.63 


1.00 
1.00 
1.25 
1.00 
1.00 
1,25 
1.00 
1.00 
1.25 
l.OO 
1.00 
1.8^ 
1.00 

l.ou 

1.25 


ings;  Class  C  makes  hutches  and  tailings.    (6)  These  are  the  ratios  of  the  maximum  grains  of  each  material 
_._  __^- __     ^^/j  Skinmied  occasionally  to  clean  the  sieve. 
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TABLE  283. — PURPOSE  AND  ADJUSTMENTS  OF  JIGS. — Continued. 

Note.— In  ■ome  caaea  w&w%nX  ▼alues  will  be  found  for  one  Jig.    Tliese  are  for  the  different  aierea  of  the 

AbbreTlationa.—Aut.s Automatic;  Aut  dia.= Automatic  diacharge;  b.  cl.sbox  daasiller;  B^iowsBelow; 

dia-sdischarge;  diat.  a  distributor;  Or.sGradedfrom:  H.=Hutcbeeof;  h.=hutch;  H.  m.  or  Hunt.  m.= Hunt- 

Kiere;  L.aLead;  lba.=spounda;  m.=:min:  ma.=:machine;  Max.=Sfaximum;  No.=Number;  Ov.sO^erriae  of; 

Bt.=8tamp;  at  atsateam  atamp;  T.sTailingaof;  tr.=trommel;  Tr.  ma.=Trunking  machine;  Un.=UnderBiae; 


f 


19 


Katri^lalnfreed. 


9d  apigot  of  aame. 


8d  spigot  of 

4th  apigot  of  aame 
5th  apigot  of  aame 

tlatandSdapigoto 
)     ofNo.8hy.cl. 

Sd  ft  4th  ap.  same. 
tlstft9dsp.  No.  4 
(     hy.  daaaifler. 

8dft4thap.  same.. 

Ot.  Noa.Sand4tr. 

1st  ap.  No.  1  hy.  d. 

Sd  apigot  of  aame.. 

8d  spigot  of  same. . 

4th  spigot  of  same. 

TailaofNo.9]ig8.. 
TaUaof  No.  SJigs. 
latap.  No.  Shy.  d 

9d  spigot  of  same. . 

Ist  sp.  No.  8  hy.  d. 

Sd  apigot  of  aame. 

latap.  No.  4hy.cl. 
Sd  apigot  of  aame. 

Ist  sp.  No.  6  hy.  d. 

Sd  spigot  of  same. . 

Istsp.  No.6hy.  d. 

Sd  spigot  of  same. . 
OrersiaeNo.  1  tr... 
Istap.  No.  Ihy.d. 

Sd  spigot  of  same.. 

8d  spigot  of  same. . 

4th  apigot  of  same. 

(iO 
Sdh.No.4  ft  SJigs. 

OTeraiae  No.  8  tr. . . 
Spigot  No.  S  hy.  cl. 


Sjse  of  Feed. 


B  I  Istsp.  No.  Ihy.  cl. 


Mm, 
S.StoO 

a.stoo 

S.StoO 
S.StoO 

S.StoO 

S.StoO 

S.StoO 

S.StoO 
lS.7to0.4 

6.4  too 

6.4  too 

6.4  too 

6.4  too 

6.4  too 
6.4  too 
6.4  to  0     \ 

6.4  too     \ 

6.4  too     \ 

6.4  too      \ 

6.4  too 
6.4  to  0 

lOmeahtoO^ 


S6.4toll.l 
ll.ltoO     I 

11.1  too 

ll.ltoO     I 

ll.ltoO 
1.65to0    ] 
1.80  too 

8toS        \ 

StoO        \ 

76.9  toO 
4.76  too    { 


Nat 
Dtamnter 
of  Screen 

Hole. 


Mm. 

S.77 

l.SS 
1.80 
l.Si 

8.00 

8.C0 

S.80 

l.SS 
4  mesh. 

4     "  I 

8     **  1 

8     "  I 

10     "  j 

10     "  I 

IS     "  i 

IS     "  I 

14     *•  j 


ISmaah 

14  " 

15  " 

14  " 

15  " 
14  " 
18  ** 
14  " 
14     '* 

14  " 
10     " 

15  " 
IS  " 
14  " 
18  " 
14  " 
18  " 
14     " 

4.SS 
8.18 
1.98 

1.66 

1.66   ) 
1.80   f 

0.90 

1.65 
0.90 

0.90 

1.98 
1.98 
1.65 
1.98 
1.65 
1.66 

12.7 

S.89 
1.78 


Ratio  of 
Diameter  of 
Screen  Hole 
to  Diameter 

of  Feed. 


0.94  to  inf. 


0.17  to  0.89 
0.19  to  inf.  I 
0.17  to  "    f 


1 .0  to  Inf.  I 
0.60  to  •■    ) 

0.76  to  " 
0.64  to  0.96 
0.64  to  0.96 
0.56to0.t» 
0.96  to  inf. 
0.82  to  " 
0.82  to  " 

0.17  to   " 

0.48  to  "    I 
0.86  to   "    f 


Bfateriai  of  Bottom 
Bed. 


Make  own  bed. 


H.No.4  J;S.4S  mm.toO 
Makeaownbed... 


H.No.9J.,8mm.toO. 
Makeaownbed 


Makea  own  bed., 


BCakaaownbed. 


j  Hutch  No  9  Jig,  I 

\    S.lSmnutoO    f 


■Makeaownbed.... 

(1)  Makes  own  bed.) 
(2)iHutehNo.2JigA 
(8)1s.l8mm.to0     ) 

Makes  own  bed 


niidr- 

neasof 

Bed. 


Inches. 


Batfoof 
Diameter 
of  Bed 
Matertel 
to  Diame- 
ter of 

(») 


1.8 
1.6 


1.06 


(a)  Class  A  makes  coarse  concentrates  and  tailings;  Class  B  makea  coarse  concentrates,  hutches 
W)  Second  hutoh  of  No.  8  Jig  and  third  hutch  of  Nos.  8  and  9  Jigs,  (k')  Battery  reaidue  of  ateun  sti 
gether  with  the  discharge  of  the  first  sieve  go  to  smdter;  the  discharge  of  the  aeoond  aieve 


and  tail- 
goes  to 
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TABLE  283. — PURPOSE  AND  ADJUSTMENTS  OF  JIGS.—  Continued, 

jig  taken  In  ordor  from  the  bead  to  the  tail. 

Br.sBryan;  br'k>s breakers;  c.=coDoeiitratee:  C.  c.=Coar8e  concentrates;  CI.&=CleaDing;  cl.sclasBffler; 
IngUm  mill;  Httnt=Himtington;  h^.shydraulio;  hy.  cl.=hydrauiic  dassifler;  inf. = infinity;  j.=Jig;  KLs 
pr.  or  preced'g=preoeding;  p.  t.=picklng  table;  r.srolls;  8.=Bieve;  scsscreen;  8m.=smelter;  sp.=Bpigot; 
onir.sunwaterer  or  unwatered;  Unw.  b.=Unwaterlng  box;  Z.sZinc 


ll 

Coarse 
Concentrates. 
How  RemoTcd. 

Destination  of  Products 

Amount  of 
Plunger 
Throw. 

Automatic 
Discharge. 

III 

IS 

Coarse 

Concentrates 

to 

Hutch 

Products 

to 

Tailings 
to 

^ 

f 

3 

41 

ro)) 

(1) 

(2)    None 

fc.^:::: 

(3) 

(4)No.9r.. 
Same  as  pr. 

guL.:::: 

(8)  No.  Br.. 
Same  as  pr. 
ii 

Smelter!!!! 
** 

M 

(1)  Smelter. 
(2)No.2hycl 

Same  as  pr. 

(1)  Smelter. 
(2)No.8hjcl 
Same  as  pr. 
(1)  Smelter. 
(2)No.4hycl 
Same  as  pr. 

Smelter.... 

<1)  Smelter! 
(2)No.61)ycl 
Same  as  pr. 

(1)  Smelter. 
(2)No.4hycl 

Same  as  pr. 

No.  1  rolls.. 

Smelter.... 

(1)  Smelter. 

(1)  Smelter. 
(2)No.7ilg. 

%^. 

(2)  Rolls.... 
(1)  Smelter. 
<2)  Rolls.... 

ijliSn..... 

(3)  No.  6  Jig. 

Same  as  pr. 

Smelter... 

(1)  Smelter. 
(2>  No.  6  Jig. 

Waste.... 

tt 
•t 

Ball  St.  St!! 

iNcOJig) 
by  unw.  f 
/o.7Jigl 

\  by  unw.  f 

[waste.... 

Inches. 

I 

IK 
% 

140 

100 
180 
200 

180 

j40 

100 

180 
110 

In. 

In. 

r    »•  

•t 

B    »•  

«» 

0 

1  NoDe«« 

8)[8melter...  . 

(8)ko.5rolls.... 
Same  as  preoed'g 

None 

1 

1 

1 

%    "    

M 

jl 

1  Ant.  tail  dis 

2Aui.sldedia..... 

g  j(l)None 

'10B)Aut.8idedis. 

4  None. 

Smelter 

..••*. 

M 

(l)None. J 

(2) Smelter.....  f 

None ] 

5    "    

6Aut.sidedis 

7  None 

•• 

Rolls ] 

None 

M 

M 

8    ••    

" \ 

\       "            ... 

9    •*    

0    •*    

•* 

] 

M 

y 

1     •• 

«t 

U 

1 

2     '•    

8     ** 

»• 

M 

1 

**    •  .    ♦ 

•• 

1 

4     ••    

•»    ^ 

t» 

\ 

5     «•    

tl 

1 

6     ••    

»•    ^^^^  ^ 

\        "             ... 

1 

7     ••    

t« 

« 

1  Ant  discbarge... 

:   '  1 

4  None 

Smelter 

(1)  Smelter ) 

(2) No.  1  rolls.,  f 

0)  Smelter. 

(2)Nalrol]s...: 

None j 

»»    ^ 

Steam  St.. 
Waste 

•  ** 

Vanner.. 
Waste.... 

41 
** 
U 

St  St  ao.. 

}  No.  10  Jig 

9 

IM 
1 

H 

H 

H 
1 

H 
\      ^    \ 

110 
190 

190 

100 

100 

900 

900 

225 

260 

U28- 
1   180 

184 

1» 
1 

1 

4^ 

1.60 
2.90 

1.00 
1.00 

6    *•    ............. 

7     ••      ..,.,, 

8  Autdischanpe.- 

(1)  1  Automatic 

9  -  (2)  f  discharge. 
1(8)  None.. ..r... 

1  Skimming. 

2|Aut  dls.(m%... 

(8)  loUs 

8.86 
9.68 

44 

(8)  None 

Smelter 

(mO        \ 

H 

9 

1.88 

J  0.78 
10.80 

lags;  Class  C  makes  hutches  and  talliogR.    (6)  These  are  the  ratios  of  the 
This  includes  the  top  skimmings,    imf)  Both  sieves  are  also  skimmed  every 
Heberil  mllL 


maximum  grains  of  each  material, 
six  hours.    The  skimmings  to- 
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TABLB  283. — PURPOSE  AND  AOJUSTMBNTs  OF  JIGS. — Continued. 

MoTB.— In  tonie  caaes  aeveral  yalues  will  be  found  for  one  Jig.    These  are  for  the  different  sieves  of  the 
AbbreTiations.— AuLsAutonuttlc;  Aut.  die. = Automatic  discharRe;  b.  cl.=boz  daasUler:  B*low=Beiow; 

difl.=discharge;  di8t.=distributor;  Gr.sOradedfrom;  H.=Hutche8  of;  h.shutch:  H.  DLorHnnt^  in,=Hiint. 

Kieve;  L.sliead;  Ibs-^pounds;  ni.=mill;  ma.=machine;  Max. = Maximum;  No.sNomber;  Or.sOveraiae  of ; 

■t.sstamp;  st  stssteam  stamp;  T.=:TaiUngs  of;  tr.astrommel;  Tr.  ma.=Trunkittfc  machine;  Un.ssUnder8iK; 


B 

8  B 

9  B 

10  B 

11  ~ 

U    B 
18    B 

U 

16  O 
1  B 
8  B 
B 
C 
O 


Slaterlalof  FMd. 


9d  spigot  of 
Sd  spigot  of 
4th«pigotof  sama 

9dhtttohNo.9jig.. 
lstft8dh.No.8iig. 
l8tftadh.No.4jig. 

lstft8dh.Na6Jig. 

T.Noa.8ft81igs... 
Hutches  No.  10  Jigs 

l8tq|>.No.8h7.el 
8d  Mpigoi  of  same. 

8d  spigot  of  same. 

I  HutahesNoa.18, 1 
I    18andl4Jigs.r 

l8tq>.Nalhr.cl. 

8d  spigot  of  same. 

8d  spigot  of  same. 

4th  spigot  of 

5th  vplgot  of  same. 

6th  spigot  of  same. 

1 1st  hutch  Nos.  ) 
I     laodSJigs.    f 

ISd  hutch  Nos.  I 
I     1  and  8  Jigs,    f 

I  l8t  hutch  Nos. ) 
I     8and4JlK8.     f 

1 8d  hutch  Nos.  I 
I     8and4Jigs.    f 

I  Ist  hutch  Nos.  I 
I     6  and  6  Jigs.    ( 

[8d  hutch  Nos.) 
I     5and6Jlg8.    f 

(fc') 
1st  sp.  No.  1  hj.  d. 


SiieofFeed. 


4.76  too 
4.7BtoO 
4.76  too 

1.78  too 

1.78  too 

1.66  too 

1.08  too 
4.76  too 


8.54  too 
8.54  too 

8.54  too 

1.66  too 
4.76  to  0 
4.76  too 
4.76  too 
4.76  too 
4.76  too 
4.78  too 

8.88  top 
1.78  too 
1.80  too 

.  i.aotoo 

1.17  too 

1.17  too 

86.4  too 
4.76  too 


Net 

Diameter 

of  Screen 

Hole. 


Mm. 
1.78 
1.55 
1.55 
1.08 
1.08 
0.?1 
1.78 
l.fiS 
1.08 
1.65 
1.08 
t.08 
1.08 
0.81 
0.81 
1.00 
0.81 
0.81 


1.5S 
1.00 
1.00 
1.66 
1.00 
0.81 
1.08 
1.00 
0.81 


8.20 
1.78 
1.78 
1.80 

1.80 

1.80 
1.17 

1.17 

1.17 
1.09 
1.78 
1.80 
1.80 
1.80 
1.17 
1.17 
1.80 
1.17 
1.17 
1.17 
1.17 
1.00 
1.17 
1.00 
1.00 
1.00 
0.07 
0.97 
1.91 
S.85 
846 


Ratio  of 
Diameter  of 
Screen  Hole 
to  Diameter 

of  B^ed. 


1.0  toinf. 
0.90  to  '* 
0.68  to  " 
0.80  to  " 
0.68  to  *' 
0.68  to  •• 
O.TOto  ** 
0.88  to  " 
0.08  to  *' 
1.0  to  " 
0.74  to  »* 
0.74  to  ** 


0.61  to  inf. 
0.48  to  " 
0.48  to  " 


0.4R  toinf.) 
0.86  to  ''   f 


0.78 
0.57 
0.57 
0.75 

o.es 

0.66 

1.0 

0.90 

0.90 

0.90 

0.90 

0.84 

1.0 

0.98 

0.08 

0.98 

0.88 

0.88 

0.06 

0.70 

0.58 


toinf. 
to  " 
to  " 
to  " 
to  " 
to  " 
to  " 
to  " 
to  '» 
to  •* 
to  " 
to  »• 
to  " 
to 
to 
to 
to 
to 
to 
to 
to 


::f 


Material  of  Bottom 
Bed. 


Makes  own  bed... 

(C.  o.    No.  8  JIga 

\     4.76  to  8.89  nun.  f 


Makes  own  bed. 


Copper  sand.... 
Makes  own  bed. 


Makes  own  bed. 


jC.  o.  No.  1 
1     4.76  to  8.89 1 


J>ir. 


Thlek- 


Ratio  of 
Diameter 
of  Bed 
Material 
to  Diame- 
ter of 
Feed. 


(a)  Class  A  makes  coarse  ooDcentrates  and  taUings;  Clam  B  makes  coarse  concentrates,  hutches  and  tail- 
(k^  Battery  residue  of  steam  stamps,  (n')  Both  sieves  Bkimmed  every  six  hours  and  the  skinomings  go 
every  three  days.  (^  By  skimming  every  seven  days,  iq')  Automatic  discharges  on  the  first  and  seoood 
go  to  smelter  and  skimmings  to  Heberli  mills,  (r')  By  .skimming  every  twelve  hours.  (aO  By  skimming  every 
six  hours,  (v")  By  skimming  every  six  hours,  (u/)  By  automatic  di<fcLarges  on  the  first  and  thlra  sleveB 
three  sieves.    (yO  By  skimming  occasionally.    U')  By  skimming  every  two  or  three  hours,    (a")  By  skimming 
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TABLB  283. — ^PURPOSE  AND  ADJUSTiiBNTs  OF  JIGS. — Continued. 

jig:  taken  In  order  from  the  head  to  the  taiL 

Br.=Bryan;  br'k*r=: breakers;  c.= concentrates;  G.  csCoarse  conoentratee;  Cl.=Cleanlng;  cLsclassifler; 
ingtonmlU;  Hunt. s Huntington;  hy.=: hydraulic;  hy.  cl.=hydrauUc  claaaifler;  iuf.=inflnltj;  J.=Jig;  K.s 
pr.  or  preoed'ff=  preceding;  p.  t.=picking  table;  r.^rolls;  8.=8ieTe;  8c.=8creen;  sm.=8melter;  sp.=8pigot; 
aDw.=unwaterer  or  unwatered;  Unw.  b.=Un watering  box;  Z.=Zinc. 


OoarM 

Concentrates. 
How  BemoTed. 


Destination  of  Products. 


Ooarse 

Oonoentrates 

to 


Hutch 

Products 

to 


Tailings 
to 


Amount  of 
Plunger 
Throw. 


Automatic 
Discharge. 


11 

n 


»1% 
Hi 


In. 


IS 


(nO 
Net  Jig... 
No.  4  Jig... 


NaT  Jig.. 
No.  8  Jig. 
No.  9  Jig.. 


No.  10  Jig. 
Waste..... 


(«0 

1)  Smelter.....! 

:8)HeberUmiUB)- 

(8)  No.  6  Jig....  f 
Heberii  mills) 
No.  11  Jig...  V 

(8)  Smelter \ 


Smelter 

HeberU  mills.. 

Smelter 


Or') 


Samesspreoed'g 


Samesspreced'g 


(sn 


m    (SO 

U8)Aut.dia.. 


Bmelter 

Smelter. 

Steam  stamp. 

Bameaspr.....  j 


(n  No.  8  Jig 

(9)  Steam  stamp. 


II! 


Smelter. 

Iteam  stamp. 

Same  as  preoed'g 


No.  11  Jig. 
Smelter. . . 

gjfSm.... 

S)  No.  18  Jig 
1)  Smelter 
8)  I  No.  16 
%)     Jig. 

No.  16  Jig- 
Smelter..., 

(l)No.71ig. 
;B)No.8  iK. 
!l)No.7.ig. 
(2)No.8ilg. 
(l)No.yiff. 
;8)No.lO% 
;i)No.9/ip. 
;8)  No.  10  Jig 
1)  No.  11  Jig 
8)  No.  18  Jig 
1)  No.  11  Jig 
^8)  No.  18  Jig 

[8)KieTe... 
Same  as  pr. 


ISI 
IM 
184 

188 
188 

188 

188 

188 
188 

188 
188 
188 


0.76 


8.87 
8.07 


10 


11 


(rO 


<rO 


I  (1)  Smelter. 


"\ 


18  (rO 

llSkimming., 


Bmelter 

:i)  Picking  tables 
Steam  stamp. 


Same  as  pr. 

No.lhy.cl 
(DNo.6; 


(8)  No.  7 


ill; 


Steam  St.. . 
Waste.... 


m« 


Mtol 


I  S  \ 


188 
188 
188 
188 
188 
188 

188 
188 
188 
188 
188 
188 


m 


1.85 


0.44 


188 


^  _      (6)  These  are  the  ratios  of  the  maximum  grains  of  each  materiaL 

The  second  sieve  has  also  an  automatic  discharge  which  goes  to  HeberU  mill.  {</)  By  skimming 


ings;  Class  C  makes  hutches  aod  tailings. 

toNo.8Jig.    The  second  sieve  has  also  an  a „_ „ , 

sieves^  the  second  sieve  is  also  skimmed  every  twelve  hours  and  the  third  sieve  every  three  hours.  Discharges 


three  hours. 


(to  By  skimming  every  three  weeks.  (uO  Automatic  discharges  and  also  skimming  every 
and  by  skimming  on  all  three  sieves.  W)  By  automata  discharge  on  the  third  sieve  and  by  skimming  on  all 
every  twenty-four  hours. 
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TABLE  283. — ^PURPOSE  AND  ADJUSTMENTS  OF  JIGS. — Conitnued, 

NoTB.— Id  lome  cases  arreral  values  will  be  found  for  one  jig.    These  are  for  the  different  sieves  of  the 

AbbreTiations.—Aut.= Automatic;  Aut  difl.=Autoniatfc  discbarxe;  b.  d-sboz  daasUler:  B^lowsBelow; 

dls.sdlscharice:  dist.= distributor;  Or.=Oraded  from:  H.=Hutchesof;  h.shutch;  H.  m.  or  Hunt.  m.=Hant- 

Kiere;  L.s=Lead;  lb8.=pounds;  m.=mill:  ma.ssmachine;  Max.sMaximum;  No.sNumber;  OT.=OyerBiseof; 

st.=8tamp;  st.  8t.=steam  stamp;  T.sTailings  of;  tr.strommel;  Tr.  ma. sT^unUng machine;  UD.sUnderBize. 


Material  of  Feed. 


9d  spigot  of  same. 

8d  spigot  of  same. 

4th  spigot  oi  same. 

j  1st  hutdi  Nos. ) 
1    SandtJigSL    ] 

j9d  hutoh  Nos.  I 
1    Sandtjigs.    f 

( 1st  hutch  Nos.  t 
1    4and6Jigs.    f 

(9d  hutch  Nos.) 
1     4andftJigB.    f 

Istsp.  N0.lh7.cl. 

Mspigotof 

8d  spigot  of 

4th  spigot  of  same. 

J  1st  hutch  No&  t 
1    landSJigs.    f 

jSd  butch  Nos.) 
1    landfljigs.    r 

j  1st  hutch  No&  t 

1    8and4Jiga.    f 

j9d  hutdi  Nos.) 
1    taD.14jigs.    f 

OTersiaeNaStr... 
OyersiaeNo.8tr... 
Spigot  No.  1  by.  cL 

OTersiseNo.  9tr.. 


OvwBiieNo.ttr.. 
Over8iaeNa4tr.. 
OrerriaeNaStr.. 

Oversiie  No.  S  tr. ., 

OversiaeNo.  Str.. 

OTersiaeNa4tr... 
Ist  sp.  No.  1  by.  d. 
9d  spigot  of  same. 

Spigot  No.  9  by.  ol 

OversifleNo.  9tr.. 


SiaeofFeed. 


4.70  too 
4.70  too 
4.70  too 

0.06  too 
0.40  too 
1.00  too 

1.00  too 

4.70  too* 
4.70  too 
4.70  too 
4.70  too 

9.90  too 
1.78  too 
1.00  too 
1.17 too.  - 


4to8 
8  to  18 
18 mesh  too. 


H 


OtoO 
0.6  to  8 
8  to  1.86 

|8or4to01 


0to8 

StolS 
18  mesh  to  0 
18 mesh  too 
194  or  80 
I  mesh  too 
8  to  0  mesh. 


Net 

Diameter 

of  Screen 

Hole. 


9.40 

1.B6 
1.66 
1.8U 
1.80 
1.14 
1.91 
1.66 
1.80 
1.66 
1.80 
1.14 
1.80 
1.14 
1.14 
1.80 
1.14 
1.14 
8.90 
1.78 
1.78 
1.80 
1.80 
1.17 
1.17 
1.00 
1.78 
1.80 
1.80 
1.80 
1.80 
1.17 
1.17 
1.17 
1.00 
1.00 
0.97 
0.97 


7.11 
0.06 
0.06 

4.94 


8.86 


1.70 


Omesh. 

8     " 
10     " 
19     " 
94or80     I 
mesh.     I 

8  mesh. 


Ratio  of 
Diameter  of 
Screen  Hole 
to  Diameter 

of  Feed. 


0.87  to  inf. 

0.40  to  *• 

0.80  to  '' 

0.08  to  - 

0.68  to  •♦ 

0.40  to  ** 

0.84  to  '* 

0.74  to  " 

0.74  to  •* 

1.0  to  •* 

0.88  to  -* 

0.88  to  '* 

0.48  to  " 

0.88  to  ** 


0.70 
0.67 
0.67 
0.76 
0.76 
0.08 
0.90 
0.90 
0.84 
0.90 
0.88 
0.8B 


to  inf. 

to  " 

to  " 

to  ** 

to  " 

to  " 

to  " 

to  " 

to  •' 

to  " 

to  *• 

to  - 


:J.[ 

1.98  J 


0.79tol.l 
0.87  too. 
0.87  too. 


0.06  to  1.4 


1.1  to  9.0 


—  to  1.9 


Material  of  Bottom 
Bed. 


jC  e.  No.  9  jig,) 
1    4.7«to8w86mm.r 


Makes  own  bed. 


IC.  c  Na  0  jig.) 
I    8J6tol.91iiim.f 


( 0.  c  Na  1  jig, ) 
1    4.70  to  9.90  mm.  f 


la  e.  Na  6  jig,) 
I    9J0tol.78inm.f 


\  Hutch  No.  1  jtg, ) 
I  8or4to^0m«S.f 

H.Na  9  j.,0to8iiie8h 


Thick. 

"bSl 


Ratio  of 
DIameier 
of  Bed 
Material 
to  Diame- 
ter of 
Feed. 
(W 


Indiea. 


(a)  CUas  A  makes  coarse  concentrates  and  tailings; 


{</)  By  skimming  erery  three  days,  (r')  1^  skimming  erery  twelve  hours,  (v')  By  skimming  ever: 
algnt  hours,  (d^  By  skimming  every  forty-eight  hoors^  (r ')  By  skimming  every  eighteen  hourB. 
Gravity  stamps  by  unwatering  dosl 


Class  B  makes  coarse  concentrates,  hutches  and  tail- 

every  six  bonrs. 
(/'OAor 
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TABLE  283. — ^PURPOSE  AND  ADJUSTMENTS  OF  JIGS. — Continued, 

.%  taken  in  order  from  the  head  to  the  taU. 

Br.=Br7an:  br*kY=breakerB;  c.r=coDoentratee:  C.  c.=Coane  oonoentrates;  Cl.=CleaninK;  cl.= classifier; 
in^ton  mill;  Hunt.=Huntinertoii;  hT.sbydrauiic;  hy.  cl.= hydraulic  classifier;  inf. = infinity;  j.=jig;  K.= 
pr.  or  preced*K=precedinK;  p.  t.splckinfc  table;  r.=roIls;  8.=8ieve;  8C.=8creen:  szn.ssmelter;  sp.sspigot; 
unw.sunwaterer  or  unwatered;  Unw.  b.=Un watering  box;  Z.=:Zinc. 


SkimmiDg. \ 


Coarse 
Oonoentrates. 
How  Bemoved. 


Q)  Smelter. 

(il)  Steam  stamp . 

No.  t  Jig. 


on 

(b'O 


)Aat. 

{  'a 

(o'O 
Oi'O 

(a") 


Ant  diaebargea 
None 


1  Ant  diaebargea 


None., 


Ant.  diachargBa 
None 


Destination  of  Products. 


Coarse 

Concentrates 

to 


Steam  stamp. 


Noiie.< 


None.. 


None. 


Hutch 

Products 

to 


No.  6  jig. 
No.7;ig. 
No.8:ig. 
No.O;ig. 
No.8:ig. 
No.»3ig 
Sm**.. 


^orK. 
Smelter. 
SnuorK, 
Kieve. . . 
Smelter. 

[Kieve.. 

Smelter. 

KierOx 


L; 


fo.6iig. 
No.6;ig. 
Na6;ig. 
No.6:ig. 
No.7;ijr. 
No.8;ig. 
No.7iig. 
No.8}ig. 


Sameaapr. 


Smelter.. 


,  )CLJig... 
1)  Smelter. 

01.  Jig. 

Hunt.m. 


Smelter., 


TalllDgH 
to 


Waste.. 


No.]iraw.b. 


Hunt,  mill 
after  un- 
watering. 


Waste... 
ii") 


Waste.... 

in 


AiDOuntof 
Plunger 
Throw. 


Inches. 
H 

H 
H 

H 


^Tit  K*  H 


AutDmat^c 
DJacharE*^. 


188 

188 
188 


188 
188 

188 

10 
1S5 
186 
186 

186 
186 
186 
186 


100 
180 
886 
880 

168 

166 

178 
178 
804 


800 


o 

II 


1&, 


II 


In. 


?« 

tH 


0.71 
0.86 
LOO 


ings;  daas  0  makes  hutches  and  tailings.    (6)  These  are  the  ratios  of  the  maximum  grains  of  each  material 
(^  9y  skimming  erery  twentv-four  hours.    {V)  By  skinunlng  every  six  months.    Cc'O  By  skimming  everr 
as  the  hutob  products.    (a'O  Throu^  0.546-mm.  slot  on  O.W-mm.  square  hola    «'') 
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TABIiS  283. — ^PDKPOSB  AND  ADJUSTMBNTS  OF  JIGS. — Ooflduded. 

Note.— In  tome  cues  aeTenl  Tslues  will  be  lound  for  one  jig.     These  are  the  different  iieves  at  the 

Ahl>reTietloDS.--Aut.=Autoinfttlo;  Ant  die.  =  Automatic  dischaiige;  b.  cl.=boz  claaeUler:  Bnoir=Belovr; 

dii.=difl(diarge;  distsdistributor;  Gr.=Onuled  firom:  ELsHutcbee  of ;  h.=hutch;  H.  m.  or  HunL  in.=HiiBt- 

Kieve;  L.=Lead;  lbe.=poandB;  m.=smill;  ma.=macfa]iie;  Maz.=Maximam;  No.=:Nmnber;  Ov-sOrerefae  of; 

■t=Btamp;  Ht.  8t.=steam  stamp;  T.=:Tailiiig8  of :  tr.strommel;  Tr.  ma. =Tnmkiiig  machine;  UiLsUndeniBe: 


I 


Material  of  Feed. 


SiseofFtod. 


Net 
Diameter 
of  Screen 

Hole. 


Ratio  of 
Diameter  of 
Screen  Hole 
to  Diameter 

of  Feed. 


Material  of  Bottom 
Bed. 


Thiek- 

"bSl 


of  Bed 
Material 
to  Diame- 
ter of 
Feed. 


Ratio  of 


OveniaB  No.  8  tr. . . 

Istsp.  No.  Ihy.  d. 

9d  spigot  of  same.. 

Istsp.  No.  Shy.  (d. 

Spigot  No.  S  by.  oL 

( Tailings  mag-  j 
<  netio  oonoen- 
(    trators. 


Si  B 

O 

0 

o 


OtolOmesh 

10  mesh  too 

lOmeshtoO 

lOmetfitoO- 

0.04  too 

10  to  16 
mesh. 

lOtoSC 


4 
0 
6 
6 
8 
10 
10 
10 
8 
10 
10 
10 
10 
16 


(Hatch  No.  1  Jig,) 
1  StoOmeah.         f 


(Hutch  Na  ljig,t 
(    Sto6ine8h.        [ 


S4to80 


BOtoSOmesh. 
SOtofiOmeab. 


8  mesh 

8  " 

18  •• 

IS  *• 

15  **    ' 
14  " 
14  " 

16  '* 
14  " 
14  •• 
16  " 
18  »* 

18  •• 


(a)  Class  A  makes  ooarae  concentrates  and  tailings;  CSass  B  makes  coarse  ooncentrates,  hutches  and  taU- 
(<' )  Qrayit J  stamps  by  unwatering  box. 

Jigs  treating  sized  products  from  screens:  Class  A,  76;  class  B,  12;  class  C^ 
26 ;  class  A  or  B,  1 ;  total,  115. 

Jigs  treating  first  spigot  product  from  classifiers;  Glass  A,  0;  class  B^  33; 
class  C,  21 ;  class  B  and  C,  1 ;  totals  55. 

Jigs  treating  later  spigot  products  from  classifiers:  Class  A,  0;  class  B,  32; 
class  C,  55;  total,  87. 

Jigs  treating  natural  or  unsized  products:  Class  A,  0;  class  B,  7;  class  C^  5; 
total,  12. 

Jigs  treating  hutch  products  of  preceding  jigs:  Class  A,  0;  class  B,  17;  class 
C,  8;  total,  25. 

Jigs  treating  tailings  from  preceding  jigs:  Class  A,  0;  class  B,  2;  class  C,  1 ; 
total,  3. 

Jigs  treating  both  sized  products  from  screens  and  hutch  products  from  pre- 
ceding jigs:  Class  A,  0;  class  B,  3;  class  C,  0;  total  3. 

Class  A,  including  jigs  which  make  coarse  concentrates  and  tailings  with  tnci- 
dentdl  hutch. — This  method  of  jigging  is  applicable  only  to  sized  products,  it 
being  used  in  this  country  on  about  two-thirds  of  all  the  jigs  of  the  proup.  The 
advantages  of  jigging  sized  products  by  this  method  are,  that  the  jig  makes  its 
own  bottom  bed  and,  therefore,  saves  the  wear  on  special  bottom  bed  material, 
as  well  as  the  trouble  and  expense  of  providing  it,  and  that  there  is  no  grain  in 
the  feed  which  is  the  same  size  as  the  sieve  hole  to  cause  blinding  of  the  sieve. 

There  is  one  jig  in  this  group  (No.  2  jig  of  Mill  16),  which  is  noteworthy  as 
making  no  coarse  concentrates  on  its  last  sieve.    This  is  probably  due  to  the  fact 
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that  the  previous  sieves  remove  all  the  concentrates,  so  that  the  last  one  has  noth- 
ing to  do  or  simplj  acts  as  a  ^ard. 

Class  B,  includ%ng  jigs  which  make  coarse  concentrates,  hutch  and  tailings. — 
This  method  of  jigging  is  used  on  more  jigs  than  class  A.  It  is  used  on  all  kinds 
of  products,  but  it  is  especially  applied  to  the  first  spigot  products  from  classifiers 
and  natural  products,  such  as  the  entire  undersize  of  a  trommel  in  the  Missouri 
lead  and  zinc  mills  (9,  10,  16  and  25),  the  product  coming  to  an  intermediary 
jig  (Jig  4,  Mill  23),  and  that  coming  to  the  cover  jigs  of  Lake  Superior  (No.  1 
jigs  of  Mills  44  and  47). 

The  advantages  of  jigging  sized  or  unsized  products  by  this  system  are:  It 
makes  its  own  bottom  bed,  with  a  relatively  coarse  sieve ;  there  is  a  freer  passage 
of  the  water;  and  greater  capacity  is  obtainable,  since  the  concentrates  are  re- 
moved from  both  discharge  and  hutch.  With  strong  suction  it  may  not  cause  a 
serious  loss  of  fines.  It  may  do  away  with  more  or  less  preliminary  screening  and 
classifier  work,  that  is,  do  away  with  the  necessity  of  close  sizing,  owing  to  the 
fact  that  the  bottom  bed  is  more  open  for  the  action  of  suction. 

The  disadvantage  is  that  there  is  a  large  percentage  of  particles  of  the  same 
size  as  the  holes  of  the  sieve,  and  these  tend  to  blind  the  sieve ;  they  do  so  all  the 
more,  owing  to  the  strong  suction  which  is  needed.  There  are  exceptions  to  this 
rule.  The  jigs  treating  the  first  spigot  products  from  classifiers  in  Mills  44,  46, 
47  and  48  have  their  screens  protected  by  flat,  heavy  scales  of  copper,  which 
guard  the  sieve,  and  also  by  the  gentle  suction  action  given  by  the  Collom  jig. 

The  Missouri  zinc  jigs  (Mills  9  and  10),  are  not  reported  as  giving  serious 
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trouble  in  this  respect.  This  may  be  due  to  the  coarseness  of  the  sieve  and  to  the 
fact  that  it  is  freed  by  blows  of  the  coarse  fragments  of  the  bottom  bed.  Some 
of  the  jigs  in  this  class  deserve  especial  attention ;  for  example.  Mills  15,  jig  4> 
16-3,  30-6,  31-7,  32-5-6-8-9,  33-4,  36-9-10-11,  36-4,  38-5-9-13-14,  39-9-10,  41-5, 
42-3  and  43-9,  all  omit  the  automatic  discharge  on  one  or  more  sieves,  the  reason 
being  that  there  are  not  enough  coarse  concentrates  formed  to  run  continuously 
from  all  the  sieves.  The  choice  of  the  discharges  to  be  plugged  varies  on  different 
jigs.  Of  the  above  22  jigs,  15  plug  the  earlier  discharges,  4  plug  the  later  ones, 
and  3  plug  the  middle  ones.  On  other  jigs,  for  example.  Mill  22,  jig  No.  4,  the 
diflSculty  is  overcome  by  running  the  discharges  intermittently. 

Jigs  No.  9  and  No.  10  of  Mill  39  vary  from  all  the  others  of  this  class  in  that 
there  is  put  upon  them  a  thin  bottom  bed  in  addition  to  the  bottom  bed  which 
they  make  themselves,  making  a  total  thickness  of  bottom  bed  of  2^  to  3  inches. 
In  this  case  the  gate  of  the  automatic  discharge  has  to  be  high  enough  so  that 
the  coarse  concentrates  may  pass  out  over  the  bottom  bed  material  without  dis- 
turbing it.  Jigs  No.  7,  8,  10,  11,  12,  13  and  14  of  Mill  38  and  jig  No.  9  of  MUl 
43  also  have  a  bottom  bed  put  on. 

§426.  Class  C,  including  jigs  which  make  only  hutch  and  tailings. — ^This 
method  is  used  upon  all  kinds  of  fine  products  and  more  jigs  are  run  this  way 
than  by  either  of  the  two  other  methods.  It  is  especially  applied  to  the  later 
spigot  products  from  classifiers,  which  are  necessarily  fine.  It  is  also  commonly 
used  for  jigging  coal  with  a  feldspar  bottom  bed. 

The  advantages  of  this  method  of  jigging  sized  or  unsized  products  are:  It 
increases  the  capacity  of  a  jig  over  Class  A  by  discharging  concentrates  all  over 
the  sieve  instead  of  in  one  place  only,  making  it  particularly  favorable  for  an  ore 
with  a  large  percentage  of  concentrates,  and  sometimes  even^  the  capacity  may  be 
over  Class  B,  because  a  coarser  bottom  bed  and  sieve  can  be  used ;  it  requires  less 
attention  than  A  or  B,  it  being  easier  to  regulate  the  discharge  of  concentrates 
through  the  sieve  than  in  other  methods  of  discharging ;  no  size  of  grain  is  fed  to 
it  which  tends  to  blind  the  screen,  the  only  grains  of  that  character  being  those 
which  accidentally  crumble  off  the  bottom  bed ;  close  sizing  is  not  so  necessary 
with  sized  feed;  it  uses  a  coarser  screen  and,  therefore,  has  a  freer  passage  for 
the  water  and  a  freer  working  whole  bed. 

The  disadvantages  are  that  the  heavy,  coarse  bottom  bed  required  for  large 
sizes  consumes  more  power  to  raise  it,  and  the  bottom  bed  wears  out  more  or  less 
rapidly  and  must  be  replaced.  There  will  naturally  be  a  limit  beyond  which  it 
will  not  pay  to  take  advantage  of  this  method.  Examples  of  the  limits  in  the 
mills  are  as  follows:  Mill  13  has  a  maximum  grain  of  19.1  mm.;  Mill  14,  22.2 
mm. ;  Mill  20,  6.4  mm. ;  Mill  26,  5.7  mm. ;  Mill  86,  9.0  mm.  Kunhardt  gives 
the  maximum  at  Lauremberg  as  35  mm. 

In  this  class  will  be  found  many  jigs  which  would  appear  at  first  sight  to  belong 
in  Class  B,  that  is,  the  maximum  grain  fed  to  them  is  larger  than  the  size  of  the 
hole  in  the  sieve.  The  reason  that  no  coarse  concentrates  are  made  is  that,  for 
the  most  part,  these  jigs  treat  the  later  spigot  products  from  classifiers  in  which 
the  coarser  grains  are  all  gangue  and  the  finer  portions  contain  the  mineral,  and 
the  screens  used  need  be  only  coarse  enough  to  allow  the  latter  to  pass,  but  not 
necessarily  the  former.  Mill  43,  jigs  7  and  8,  Mill  47,  jig  8  and  Mill  48,  jig  7, 
are  not  spigot  jigs  and  cannot  be  explained  in  that  way.  The  inconsistency  in 
them  is  probably  due  to  the  fact  that  the  feed  is  finer,  or  the  screen  hole  is  larger 
than  given  in  Table  283,  but  as  to  which  is  in  error,  the  author  is  unable  to  say- 
Many  mills  have  products  which  seem  well  adapted  for  this  treatment,  but 
yet  it  is  not  used.  This  is  accounted  for  in  some  mills  by  the  fact  that  no  suit- 
able bottom  bed  material  is  at  hand  to  supply  to  the  jig,  and  in  others  because 
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the  quantity  of  concentrates  is  not  large  enough  to  warrant  its  use.  In  the  latter 
case  the  gangue  would  tend  to  work  down  into  the  concentrates,  to  prevent  which, 
a  bottom  bed  too  thick  to  be  economical  would  need  to  be  used. 

In  this  connection,  the  experience  of  Mill  21  is  noteworthy.  Here  the  dis- 
charge of  coarse  concentrates  was  tried  and  condemned  as  too  slow  for  an  ore 
with  so  large  a  percentage  of  concentrates.  As  a  consequence,  all  the  jigs  form 
concentrates  in  the  hutch  only,  except  No.  1  jig,  which  has  to  make  its  own  bot- 
tom bed,  there  being  no  other  material  suitable  to  put  on  it. 

§  427.  Size  of  Sieve  Hole.— Ttis  affect«(  the  jigging  in  other  ways  than  by 
the  percentage  of  opening  already  discussed  (see  §  417).  The  larger  the  hole, 
relatively  to  the  feed,  the  more  freely  will  the  fine  grains  reach  the  hutch  and  the 
less  will  the  whole  bed  be  clogged  by  their  presence. 

The  practice  in  this  matter  may  be  expressed  by  the  ratio  of  the  diameter  of 
the  hole  in  the  sieve  to  the  diameter  of  the  grains  in  the  feed.  This  ratio  has 
been  computed  and  is  given  in  Table  283.  These  ratios  are  divided  into  three 
groups  corresponding  to  the  three  classes  of  jigs  just  considered. 

The  jigs  of  class  A  make  their  own  bottom  beds  and  the  ratio  is  less  than  1.0. 
The  range,  as  shown  in  the  table,  is  from  0.09  to  1.0.  It  is  probably  best  to  use 
a  large  ratio,  as  the  coarse  sieve  will  last  longer  and  cost  less.  This  jig  will  be 
run  with  little  suction.  Linkenbach  (see  Table  280),  recommends  for  this  class 
of  |igs  the  ratio  for  the  size  of  hole  to  the  minimum  size  of  feed,  1 : 2  for  the 
grains  above  5  mm.,  1  :  1|  for  3-mm.  and  1  :  1  ^  for  2-mm.  grains,  and  below  2 
mm.  he  recommends  that  the  jig  treating  sized  products  be  put  into  Class  B. 

Jigs  of  Class  B  make  their  own  bottom  beds  and  the  ratios  for  the  diameter 
of  the  hole  to  the  maximum  grains  of  the  feed,  range  from  0.08  to  1.3  and  for  the 
minimum  grains  from  0.93  to  1.4  on  sized  products  and  to  infinity  on'  other 
products.  For  consistency,  the  ratio  for  the  maximum  grain  must  be  below  1.0 
and  that  for  the  minimum  above  1.0,  and  the  inconsistencies  in  the  table  are  prob- 
ably due  to  inaccuracy  in  designating  screens.  It  would  seem  best  to  have  the 
ratio  for  maximum  grains  nearly  equal  to  1.0,  as  this  secures  large  interstices  and 
as  free  passage  as  possible,  in  which  the  suction  may  act.  This  jig  needs  a  thicker 
bottom  bed  tiian  a  Class  A  jig,  because  it  will  be  run  with  strong  suction,  but 
thinner  than  a  Class  C  jig,  because  its  interstices  are  so  small. 

The  jigs  of  Class  C  should  have  the  ratio  greater  than  1.0  on  all  products 
except  the  later  spigot  products  of  a  classifier  and  the  tailings  of  jigs,  in  order  to 
let  the  concentrates  through  the  sieve.  On  these  two,  however,  it  may  be  less 
than  1.0,  owing  to  the  fact  that  the  concentrates  are  all  in  the  finer  part  of  the 
feed.  No  ratios  are  given  on  the  later  spigot  products  from  the  classifiers,  as 
the  data  on  the  size  of  grains  is  too  uncertain.  On  other  products  the  ratios 
range  for  the  maximum  grains  from  0.6  to  2.3  and  for  the  minimum  grains  from 
1.6  up  to  3.1  for  sized  products  and  up  to  infinity  for  other  products.  Any  incon- 
sistencies are  probably  due  to  irregularities  of  sieve  holes.  The  ratio  should 
never  be  large  enough  to  allow  the  bottom  bed  material  to  pass  through,  probably 
never  greater  than  3.5  (see  §  430).  . 

Jigs  of  Classes  B  and  C  in  many  mills  use  a  larger  hole  in  the  first  sieve  than 
in  the  later  ones,  because  the  first  sieve  is  called  upon  to  make  so  much  more 
hutch  work  than  the  others  and,  therefore,  needs  to  work  freely.  Mills  22  and 
30  use  this  principle  even  in  jigs  of  Class  A. 

§  428.  Material  of  Bottom  Bed. — The  remarks  in  general  under  this  head 
apply  not  only  to  the  bottom  beds  which  are  put  upon  jigs,  but  to  the  bottom  beds 
which  naturally  form  on  them.  The  bottom  bed  should  be  as  nearly  as  possible 
of  the  same  specific  gravity  as  that  of  the  concentrates;  in  fact,  the  same  mineral 
should  be  used  whenever  possible.     If  much  heavier,  it  requires  excessive  power 
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to  lift  it  and  in  that  case  causes  excessive  boiling  of  the  top  layer,  and  if  it  is  not 
lifted,  the  quicksand  effect  of  the  liquid  bottom  bed  is  lost  and  it  simply  acts 
imder  hindered  settling  conditions  in  many  small  tubes.  These  remaria  do  not 
apply  when  a  few  shot  are  mixed  with  the  ore.  If  the  bottom  bed  is  much  lighter 
it  lets  gangue  into  the  hutch. 

From  the  above  statement  of  principles  it  wiU  be  seen  that  it  is  suitable  to 
supply  the  earlier  sieves  of  a  jig  with  a  bottom  bed  of  the  purest  mineral  and  the 
later  sieves,  which  are  used  to  remove  the  last  and  most-difficult-to-catch  particles, 
with  one  of  middlings  composed  of  included  grains  of  gangue  and  concentrates. 
This  practice  is  quite  general. 

If  the  bottom  bed  is  of  low  specific  gravity,  for  example,  middlings  or  even 
blende,  it  refuses  to  remain  level  (see  Fig.  333) ;  it  forms  much  deeper  at  the 
tail  than  at  the  head  and  is  in  danger  of  working  off  over  the  tail.  This  difficulty 
is  met  in  two  ways :  In  Mill  9  the  sieve  slopes  up  one  inch  in  its  length,  so  that 
the  sieve  becomes  approximately  parallel  to  the  surface  of  the  blende  bottom  bed. 
In  this  way  a  bottom  bed  of  even  thickness  is  obtained  and  it  may  be  made  of 
less  depth.  In  Mills  13  and  14  cross  partitions  are  used  to  prevent  the  crawling 
of  a  pyrite  bottom  bed.  In  the  former  there  are  two  on  each  sieve,  \  inch  high ; 
in  the  latter  there  are  three  on  each  sieve,  \  inch  thick  and  1^  inches  high.  On 
the  fine  jigs,  Nos.  3,  4  and  5,  of  Mill  20,  two  cross  partitions  are  used  even  where 
the  specific  gravity  is  high. 

The  bottom  bed  should  not  be  of  too  soft  mineral,  as  excessive  abrasion  will 
take  place,  causing  loss  and  requiring  frequent  renewal.  Fortunately,  most  of 
the  abraded  particles  of  a  heavy  mineral,  like  galena,  go  into  the  hutch,  which 
largely  overcomes  the  loss.  The  most  unfortunate  combination  would  be  where 
chalcopyrite  is  used,  as  this  mineral  is  both  soft  and  of  low  specific  gravity,  and 
its  fine  abraded  particles  would  be  largely  lost  in  the  tailings. 

As  an  exception  to  the  statement  previously  made  in  regard  to  the  specific 
gravity  of  the  material  of  the  bottom  bed,  galena  has  been  replaced  by  iron  shot 
or  iron  punchings;  for  example,  iron  shot  has  been  successfully  employed  at 
Ammeberg  as  bottom  bed  material,  jigging  galena,  blende  and  limestone.  It 
should  be  noted  that  iron  punchings  or  shot  rust  into  a  solid  cake  in  an  idle  mill. 
They  should,  therefore,  be  removed  when  the  mill  is  stopped.  Pyrite  has  like- 
wise been  used  to  replace  chalcopyrite  or  blende,  on  account  of  its  hardnessr. 
Da  vies  reports  the  use  of  shot  made  of  an  alloy  of  iron  and  aluminum  which  haa 
the  advantage  that  any  desired  specific  gravity  may  be  obtained  by  mixing  the 
metals  in  suitable  proportion. 

As  shown  in  Table  283,  lead  shot  in  a  thin  layer  has  been  used  successfully  in 
Mills  20,  26  and  28,  either  alone  or  with  some  coarse  ore — in  the  first  case,  for 
jigging  pyrite ;  in  the  last  two,  galena.  In  Mill  20  the  bottom  bed  of  the  No.  1 
jig  is  but  i  inch  thick.  Mill  28  used  it  mixed  with  ore  on  fine  jigs  where  the 
whole  bed  hardened  up  badly,  probably  from  barite,  obtaining  thereby  a  much 
freer  and  more  lively  whole  bed,  and  when  very  soft  lead  ore  was  being  concen- 
trated, lead  shot  alone  gave  good  results.  Mill  26  fotmd  it  gave  a  nice,  clean 
screen  and  prevented  blinding,  requiring  less  frequent  cleaning  of  the  sieves.  In 
South  Africa  lead  shot  are  used  as  bottom  beds  on  jigs  for  washing  diamondif- 
erous  earth. 

Certain  hard,  heavy  minerals  are  occasionally  available  to  be  used  as  bottom  bed 
material,  for  example,  magnetite.  Feldspar  is  much  used  for  jigging  coal  on 
accoimt  of  its  weight,  which  is  the  same  as  that  of  the  slate,  and  of  the  fact  that 
it  breaks  into  elongated  and  fiattish  fragments  which  are  considered  favorable  to 
jigging.  In  regard  to  this,  Lamprecht  holds  that  when  the  grains  have  become 
rounded  by  wear  they  should  be  replaced  by  new  feldspar. 

Armitage'*  recommends  that  a  strip  of  screen  plate  6  inches  wide  with  larger 
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holes  in  it  be  put  in  the  trommel  which  feeds  a  jig,  to  furnish  snflScient  coarse 
material  to  keep  up  the  bottom  bed  automatically. 

§  429.  Thickness  of  the  Bottom  Bed. — The  thicker  the  bottom  bed,  the  less 
freely  the  concentrates  pass  through;  therefore,  the  cleaner  will  be  the  hutch 
work.  With  a  thin  bottom  bed  the  opposite  is  true,  as  is  shown  by  the  No.  1  jig 
of  Mill  20  which  has  a  bottom  bed  only  i  inch  thick  and  makes  a  small  amount 
of  tailings.  If  the  bottom  bed  is  too  thick,  a  portion  of  what  should  go  to  the 
hutch  fails  to  do  so,  and  may  be  lost  in  the  tailings.  For  an  ore  with  a  large 
percentage  of  concentrates,  we  need  a  thin  bottom  bed;  for  the  reverse,  a  thick 
bottom  bed.  This  may  be  construed  as  an  argument  for  placing  a  thicker  bottom 
bed  on  a  later  sieve,  as  is  shown  in  jigs  3,  4,  13  and  14  of  Mill  38.  An  argu- 
ment may  be  given  for  the  exact  reverse,  namely,  in  order  to  guarantee  that  the 
tailings  are  completely  robbed  of  values,  it  may  be  better  to  let  a  little  quartz  go 
into  the  last  hutch  with  the  fine  concentrates.  If  so,  then  the  bottom  bed  on  the 
last  sieve  will  be  made  thinner.  The  mill  man  will  have  to  decide  between  these 
two  arguments  which  to  follow.  If  he  is  trying  to  keep  quartz  out  of  the 
concentrates,  then  the  former  will  be  the  method;  if  to  extract  the  last  possible 
grain  of  value  from  the  tailings,  then  the  latter. 

Table  283  gives  the  thicknesses  of  bottom  beds  used  in  the  mills.  It  will  be 
seen,  on  comparing  this  with  Table  271,  that  the  bottom  bed  is  generally  about 
one-half  the  height  of  the  tail.  A  good  method  is  to  make  the  bottom  bed  of  this 
height  and  if  it  proves  too  thick  or  too  thin,  the  desired  change  may  be  made. 
On  a  jig  that  makes  its  own  bottom  bed  and  has  automatic  discharges,  this  is 
done  by  running  the  automatic  discharge  a  little  more  freely  to  thin  the  bottom 
bed  and  less  freely  to  thicken  it.  On  jigs  which  have  bottom  beds  provided,  the 
material  may  be  added  or  removed,  as  desired. 

In  Mills  9  and  10,  for  the  No.  1  jigs,  separating  blende  from  limestone,  the  near- 
ness of  the  specific  gravities  of  the  two  minerals  would  seem  to  suggest  a  thick 
bottom  bed,  but,  on  the  other  hand,  th/e  jigs  are  called  upon  to  treat  a  large 
amount  of  ore  with  high  percentage  of  concentrates,  to  jig  all  sizes  together,  mak- 
ing finished  coarse  concentrates  and  tailings  as  clean  as  possible  and  unfinished 
hutch  work.     To  accomplish  all  these,  the  bottom  bed  of  blende  is  kept  quite  thin. 

Kunhardt  found  that  in  European  practice  bottom  beds  varied  from  20  to  80 
mm.  thick  and  that  the  top  layers  were  from  30  to  100  mm.  thick. 

§  430.  The  Size  of  Grains  of  the  Bottom.  Bed. — This  affects  the  quality 
of  the  hutch  product  more  than  almost  any  other  factor.  If  coarse,  the  bottom 
bed  will  have  large  interstices  and  will  discharge  hutch  freely ;  if  fine,  the  reverse 
will  be  the  case.  According  to  the  author's  measurements,  the  particles  of  ore 
will  freely  move  down  in  the  interstices  of  the  bottom  bed  when  the  diameter  of 
the  grains  of  the  latter  is  3.5  or  more  times  that  of  the  former  (see  §  474).  We 
can,  therefore,  regulate  the  freedom  of  discharge  as  readily  by  the  size  of  the  grains 
as  by  the  thickness  of  the  bottom  bed,  or  both.  These  adjustments  may  be  used  at 
the  same  time.  A  thinner,  finer  bottom  bed  may  have  the  same  rate  of  discharging 
hutch  as  a  thicker,  coarser  bottom  bed,  but  the  latter  will  have  a  thinner  top 
layer  which  is  more  advantageous  when  jigging  very  fine  material. 

When  the  bottom  bed  is  extremely  coarse,  the  interstices  will  be  so  large  that  it 
does  not  move  during  pulsion,  and  the  interstices  act  like  so  many  tubes,  the 
specific  gravity  of  the  grains  having  no  effect  upon  the  operation.  Under  these 
conditions  the  jig  simply  acts  by  the  law  of  hindered  settling  and  gangue  is  pre- 
vented from  entering  the  hutch  only  by  the  application  of  sufficient  hydraulic 
water.  When,  however,  the  interstices  are  smaller  and  the  bottom  bed  rises,  be- 
coming liquified  (quicksand)  during  pulsion,  then  all  the  gangue  is  pushed  above 
it,  and  if  the  bottom  bed  is  thick  enough,  or  the  suction  not  too  great,  no  gangue 
can  come  into  the  hutch. 
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Beferring  to  Table  283,  we  see  that  in  the  mill  practice,  for  jigs  which  have 
bottom  beds  put  on  them,  the  ratio  of  the  bed  material  to  the  fe«d  ranges  from.  1.06 
to  7.8,  with  an  average  of  2.9,  indicating  that  the  author's  figure  3.5  may  work 
a  little  too  freely  in  the  majority  of  cases.  Or,  in  other  words,  the  process  of 
natural  selection  has  settled  upon  a  figure  below  that  which  works  with  perfect 
freedom ;  in  fact  there  are  only  8  out  of  the  33  that  are  above  the  author's  ratia 

In  all  this  discussion  the  author  uses  the  maximum  diameter  of  ore  and  of  bot- 
tom bed  material  in  calculating  his  ratios.  The  finer  grains  associated  with  the 
coarser  part  of  the  bottom  bed  give  smaller  interstices  than  if  the  finer  grains 
were  left  out ;  but,  on  the  other  hand,  the  finer  grains  of  the  feed  pass  through 
to  the  hutch  more  freely  than  the  maximum  grains.  These  two  errors,  therefore, 
in  a  measure  balance  each  other  and  prevent  the  resulting  error  from  being 
serious. 

Mills  13  and  39  recommend  that  the  bottom  bed  be  of  the  smallest  sise  that 
will  not  go  through  the  sieve.  Eunhardt,  in  giving  European  practice,  states 
that  a  bottom  bed  of  3-mm.  stuff  will  prevent  gangue,  though  it  is  finer  than 
1  mm.,  from  passing  into  the  hutch.  On  jigs  which  bring  their  own  bottom  bed 
material  in  the  feed,  the  ratio  is  1.0  and  these  jigs  will  always  be  tight,  unless 
the  bottom  bed  is  rather  thin,  the  sieve  is  coarse,  the  pulsion  is  increased,  or  the 
hutch  water  is  increased. 

Removal  of  Coabsb  Concentrates. — ^This  may  be  done  in  either  of  the  two 
following  ways : 

(1)  By  skimming. 

(2)  By  automatic  discharges  run  continuously  or  intermittently. 

§  431.  (1)  Skimming  the  Sieves. — To  do  this,  the  feed  sand,  the  feed  water 
and  hutch  water  are  all  shut  off  and  the  water  drawn  down  till  its  top  is  below 
the  level  of  the  sieves.  The  spigots  are  then  plugged.  The  top  layer  of  gangue 
is  now  skimmed  off  and  laid  one  side  upon  either  a  fixed  or  movable  apron,  by  a 
hoe,  the  handle  of  which  is  cut  off  to  about  1  foot  long.  Instead  of  a  hoe,  a  bent 
piece  of  metal,  6  inches  by  8  inches,  may  be  used,  and  for  the  bottom  bed,  wooden 
skimmers  are  recommended  by  Linkenbach,  to  prevent  injury  to  the  sieve.  If 
desired,  a  middling  product  is  then  skimmed  off  and  placed  by  itself.  Then  the 
concentrates  are  skimmed  off  and  the  sieve  is  cleaned,  if  necessary.  This  is  done 
by  scraping  it  with  the  edge  of  a  spatula  2  inches  wide  and  10  inches  long,  of 
galvanized  iron  with  rounded  end,  and  by  slapping  it  with  the  flat  side.  Then  a 
small  portion  of  the  concentrates  are  put  back  for  a  bottom  bed ;  the  top  sand  is 
replaced,  the  hydraulic  water  turned  on  and  the  feed  started,  the  spigot  plugs 
removed  and  jigging  thus  resumed.  Sometimes  a  rough  skimming  is  made 
quickly  without  stopping  the  jig.  For  example  on  a  2-8ieve  jig  the  first  sieve 
of  which  had  automatic  discharge  and  the  second  did  not,  the  author  has  seen 
some  of  the  coarse  concentrates  quickly  skimmed  from  the  second  sieve,  when 
the  bottom  bed  became  too  thick,  and  transferred  back  to  the  first  sieve  to  be 
discharged. 

Even  when  no  coarse  concentrates  are  made  it  is  frequently  necessary  to  skim 
the  sieves  in  order  to  clean  them,  as  the  sieves,  especially  of  the  finer  sizes,  become 
blinded  periodically,  that  is  to  say,  grains  of  ore  become  wedged  into  the  meshes, 
preventing  the  passage  of  water  or  hutch  product  through  £em.  In  jig  No.  1 
of  Mill  20  which  has  a  bottom  bed  of  large  shot,  the  sieves  are  cleaned  by  running 
a  copper  scraper  back  and  forth  while  the  jig  is  running,  the  shot  doing  the 
cleaning. 

As  shown  in  Table  283  skimming  is  not  used  nearly  so  much  in  American  mills 
as  automatic  discharges.  In  the  Freiberg  district  of  Germany  in  1892,  out  of 
32  jigs,  26  used  skimming,  while  6  had  automatic  discharges. 

Skimming  has  advantages  over  automatic  discharge  where  there  is  a  small  pro- 
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portion  of  concentrates,  as  it  would  be  impossible  under  these  conditions  to  regu^ 
late  a  continuous  discharge.  It  may  do  better  work  than  the  discharge,  because 
the  attendant  selects  the  quality  of  products  desired ;  and  again  the  sieve  is  cleaned 
and  the  bottom  bed  carefully  readjusted  at  frequent  intervals.  The  disad- 
vantages are :  the  amount  of  labor  required  if  there  is  a  large  proportion  of  con- 
centrates, the  time  lost,  the  derangement  of  the  mill  work,  and  finally,  the  depth 
of  the  bottom  bed  is  too  variable  for  the  best  work,  beginning  at  the  smallest 
allowable  thickness  and  increasing  to  the  maximum. 

Skimming  is  the  rule  in  the  native  copper  mills  of  Lake  Superior,  where  there 
are  but  very  few  cases  of  automatic  discharge,  while  it  is  the  exception  in  all  the 
other  mills.  In  the  former,  the  percentage  of  concentrates  is  not  large  enough, 
as  a  rule,  for  automatic  discharges ;  the  bottom  beds  of  copper  do  not  wear  out 
and  lose  by  attrition.  The  sieves  need  to  be  cleaned  perhaps  more  often  than 
with  the  brittle  minerals.  In  the  latter,  the  percentage  of  concentrates  is,  as  a 
rule,  much  larger,  so  that  continuous  discharges  may  be  easily  run  and  the  cost 
of  labor  and  derangement  of  the  mill  from  stopping  to  skim,  would  be  very  serious. 

The  jigs  which  have  their  coarse  concentrates  removed  by  skimming  are  shown 
in  Table  283.  Of  them.  Mill  21,  jig  No.  1  is  fed  with  a  sized  product;  Mill  31, 
jig  No.  9,  with  the  first  spigot  of  a  classifier.  In  both  cases  the  hole  in  the  sieve 
is  of  about  the  same  size  as  the  maximum  grain  of  concentrates  and  under  these 
conditions  a  bottom  bed  accumulates  so  slowly  that  skinmiing  must  be  used.  This 
avoids  the  loss  by  attrition  of  a  bottom  bea  which  is  put  on 
and  avoids  the  poor  jigging  tight-bottom  bed,  which  would 
result  if  a  fine  sieve  was  used.  In  Mill  24,  jig  No.  5  and 
Mill  30,  jig  No.  7,  both  are  fed  by  the  second  spigot  of  classi- 
fiers. Their  sieve  holes  are  much  smaller  than  the  maximum 
quartz  grain  and  yet  large  enough  to  slowly  accumulate  a 
bottom  bed.  These  are  skimmed  for  the  same  reasons  as  the 
two  preceding  jigs.  In  Mill  12,  jig  No.  4  is  the  only  continu- 
ous plunger  jig  in  a  mill  supplied  with  movable  sieve  jigs. 
It  is  natural  that  it  should  be  skimmed,  therefore,  to  keep  the  \-  fr  ""ji-'^-n-'ir 
method  uniform.  In  Mill  25  the  No.  1  jigs  are  skimmed  '~^^zA  III 
every  two  hours  to  reduce  the  bottom  bed  from  4  inches  deep  to  ^  ''-^ 
2  inches  deep.  All  the  sieves  in  mills  other  than  native 
copper  are  skimmed  occasionally  to  clean  the  sieves. 

Considering  the  native  copper  mills  (44  to  48  inclusive), 
Mill  44,  No.  2  jig  has  discharge  on  both  sieves;  No.  3 
on  second  sieve ;  No.  6  jig  on  first  two  sieves ;  No.  7  on  first  sieve ; 
No.  10  on  its  sieve;  No.  12  jig  on  first  and  third  sieves  and 
No.  13  on  the  third  sieve.  In  Mills  46  and  48  automatic 
discharge  is  used  on  the  second  sieves  of  No.  1  jigs.  These  discharges  are  in  every 
case  on  jigs  which  run  freely  enough  to  run  discharges.  All  the  other  jigs  of  the 
Ijake  Superior  mills  are  skimmed  periodically,  as  shown  in  Table  283,  in  some 
eases  merely  to  clean  the  sieve ;  in  others  to  remove  coarse  concentrates  as  well. 

Rittinger  describes  jigs  with  fixed  sieves  used  in  the  early  days,  from  which  all 
the  products,  even  the  tailings  were  removed  by  skimming,  as  is  the  case  now  in 
hand  jigs. 

(2)  Automatic  Discharges  may  be  divided  into  two  groups: 

{a)  Gate  and  dam  discharges ; 

(6)  Other  forms. 

§  432.  (a)  Gate  and  Dam  Discharges — (See  Pig.  334.)— These  consist  of 
a  dam  A,  with  an  opening  B  at  a  height  C  above  the  sieve,  running  in  guides  and 
adjustable  as  to  height,  and  a  gate  or  enclosure  E  so  arranged  that  coarse  con- 
centrates in  order  to  pass  out  through  B,  must  first  pass  under  E.  The  theory 
of  the  apparatus  is  as  follows :  If  0  is  the  depth  of  the  coarse  concentrates  and  H 


^tr 


FIG.  334. —  GATB 
AKD  DAM  DIS- 
CHARGE. 


578 


OEE  DRB88ING. 


§  433 


of  the  top  layer  outside  the  enclosure^  and  if  C  is  the  depth  of  coarse  concentrates 
inside^  then^  owing  to  the  fluidity  of  the  bed^  C  will  balance  H  and  G,  just  as 
a  shorter  column  of  heavy  liquid  will  balance  a  longer  column  of  light  liquid.  For 
example,  suppose  quartz,  specific  gravity  2.6,  and  galena,  specific  gravity  7.5,  are 
being  jigged,  and  0  and  H  each  equal  2  inches.  If  a  column  one  square  inch  in 
section  is  considered,  the  weight  of  a  cubic  inch  of  galena  being  0.2700  pound  and 
of  quartz  0.0936  pound,  then  the  column  O  weighs  2X0.27=0.5400  pound,  and 
the  column  H  weighs  2X0.0936=0.1872  pound,  and  the  column  Q+H  weighs 
0.7272  pound.    The  height  of  the  column  G  of  galena,  necessary  to  balance  6+ 

0.7272 
H  is  0  27Q0~^'^^^  inches.    The  apparent  error  in  assuming  both  columns  to  be 

solid  rock  is  eliminated  by  the  fact  that  they  are  both  made  up  of  particles  of 
approximately  the  same  size  with  the  same  proportion  of  interstices. 

It  is  essential  that  the  concentrates  in  the  pen  C  behind  the  gate  E  shall  be 
loosened  up  and  pulsated  by  the  action  of  the  plunger.  This  prevents  the  use 
of  too  small  a  pen  in  which  the  friction  on  the  sides  would  hinder  the  loosening 
action  of  the  plunger,  and  also  prevents  the  placing  of  the  dam  outside  the  jig, 
Vhere  the  concentrates  would  not  be  pulsated  at  all. 

^  The  liquidity  of  the  bottom  bed  is  such  that  it  will  approximately  find  its  own 
level,  and  if  galena  comes  to  the  sieve  in  the  feed,  the  bottom  bed  G  will  increase 
in  depth  and  the  galena  will  rise  above  the  height  C  and  will  overflow  through  B. 
Owing  to  this  fact,  this  discharge  is  approximately  automatic;  for  example,  if 
galena  ceases  to  come  in  the  feed,  the  depth  G  decreases  until  the  depth  of  the 
galena  is  equal  to  the  height  C  and  it  ceases  to  overflow  5.  The  condition  under 
which  it  fails  to  be  automatic  is  when  C  has  been  set  low  on  account  of  a  rush  of 
galena,  and  it  is  followed  by  a  cessation  of  concentrates.  Then  the  top  layer  of 
gangue  is  almost  certain  to  flow  out  under  E  into  the  concentrates. 

TABLE  284. — ^RATIOS  OF  HEIGHT  OF  GATE  TO  THE  DIAMETER  OF  THE  MAXIMUM 

GRAIN  OF  THE  FEED. 


Ranges  between 

which  the 

Haximum  Grain 

of  Feed  Lies. 

Number  of 

Sieves 
Considered. 

Lowest 
RaUo. 

Highest 
RaUo. 

Average 
Ratio. 

Mm. 
Mtoffi 
as  to  10 
16  to  8 
Sto  4 
4  to  0 

7 
18 
89 
85 
84 

1.11 
1.08 

i.ao 

1.38 
0.79 

9.00 

8.17 

5.88 

88.58 

83.87 

1.85 
1.68 
8.48 
5.99 
9.48 

It  is  generally  held  by  mill  men  that  with  heavy  concentrates  like  galena  or 
native  copper,  the  liquidity  of  the  bottom  bed  is  so  perfect  that  it  matters  not 
whether  the  discharge  is  placed  on  the  side,  the  center,  or  on  the  tail  end  of  the 
jig,  the  flow  of  concentrates  will  be  toward  the  discharge  from  all  parts  of  the 
sieve.  Where  lighter  ores,  as  blende,  are  concentrated,  the  concentrates  layer  0 
is  much  less  perfect ;  in  fact  it  is  much  thicker  toward  the  tail,  and  in  this  case 
a  discharge  either  at  the  side  or  center  of  the  jig,  works  less  perfectly  than  one  at 
the  tail. 

§  433.  Height  of  the  Gate, — ^The  space  F,  that  is  the  height  of  the  gate,  must 
be  just  sufficient  to  allow  the  particles  of  coarse  concentrates  to  pass  freely  beneath 
the  gate.  If  the  height  is  much  increased,  there  is  danger  of  gangue  coming  into 
the  concentrates.  The  ratio  which  the  height  of  the  gate  above  the  sieve  bears 
to  the  diameter  of  the  maximum  grain  of  feed,  differs  with  the  size.  This  is 
shown  in  Table  284,  which  is  a  summary  of  Table  283.  In  this  the  jigs  have 
been  divided  into  groups  according  to  the  size  of  the  maximum  grain  of  the  feed 
and  ranging  from  coarse  to  fine. 
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The  lighter  the  specific  gravity  of  the  coarse  concentrates  the  higher  the  gate 
should  be  above  the  sieve.  The  reason  for  this  is  that  as  the  motor  power  weak- 
ens, the  friction  must  be  lessened  by  increasing  the  area  of  the  passage.  In 
Mills  16,  22,  24,  30  and  40  the  above  argument  appears  to  hold,  because  the 
gates  of  the  later  sieves  are  higher  than  those  of  the  earlier  on  any  particular  jig. 
In  most  of  the  mills,  however,  this  variation  is  not  found  and  in  them  the 
diminished  quantity  of  material  to  be  discharged  on  the  later  sieves  is  presumably 
considered  to  give  suJBBcient  relief  from  friction.  In  a  few  instances  the  author 
found  the  height  of  the  gate  to  be  about  the  same  as  the  diameter  of  the  maximum 
grain  and  in  one  case  even  less.  There  probably  were  spaces  where  the  sieve 
bellied  down,  making  the  hole  really  larger  than  the  measure  obtained. 

It  is  sometimes  customary  to  place  the  gate  at  a  high  level  in  order  to  dis- 
charge the  lighter  portions  of  coarse  concentrates  which  are  near  the  top  of  the 
bottom  bed,  without  disturbing  the  heavier  grains  below.  In  Mill  38,  jigs  No. 
13  and  14,  with  tailboards  3}  inches  high,  the  dams  are  2^  inches  high  and  the 
gates  2  inches  above  the  sieve.  This  plan  effectually  prevents  the  bottom  bed 
of  coarse  concentrates  from  rising  above  2\  inches  high,  maintains  a  good  bot- 
tom bed  of  coarse  material  for  suction  with  very  little  attention  and  removes  the 
finer  grains  of  ore  and  middlings,  which  would  tend  to  clog  the  bottom  bed* 
The  tail  discharge  used  at  Monteponi  (see  §  439),  is  a  high  discharge. 

§434.  The  Height  of  the  Dam  C  (see  Pig.  334),  must  be  regulated  by  trial. 
It  must  be  low  enough  to  keep  the  layer  0  from  flowing  over  the  tail  of  the  jig, 
and  yet  not  so  low  as  to  let  gangue  pass  under  the  gate  E  into  the  concen- 
trates. It  is  customary  to  adopt  some  thickness  of  bottom  bed  and  then  run  the 
jig  in  such  a  way  as  to  maintain  that  thickness.  To  do  this,  when  concentrates 
form  a  large  proportion  of  the  feed,  owing  to  the  friction  in  passing  through  F, 
the  height  C  must  be  low  to  give  a  free,  rapid  discharge  through  B,  When  the 
proportion  is  small,  C  must  be  high  to  prevent  too  rapid  discharge.  The  height 
of  the  dam  also  depends  to  some  extent  upon  the  coarseness  of  the  ore;  the 
coarser  it  is,  the  less  lively  is  its  movement  and  the  lower  should  the  dam  be. 
The  necessity  for  lowering  the  dam,  as  the  specific-  gravity  of  the  coarse  concen- 
trates becomes  higher  has  been  already  indicated  in  §  432. 

This  not  only  applies  to  the  jigging  of  different  minerals,  for  example,  galena 
(specific  gravity  7.6)  and  native  copper  (specific  gravity  8.8),  requiring  a  lower 
dam  than  chalcopyrite,  or  blende  (specific  gravity  4),  but  it  also  holds  in  regard 
to  the  heights  of  dams  of  the  several  sieves  in  series  of  a  single  jig.  The  later 
sieves  always  have  coarse  concentrates  of  lighter  specific  grayity  than  the  earlier, 
and  in  consequence  their  dams  will  naturally  be  higher.  The  quantity  of  coarse 
concentrates  on  the  later  sieves  will  generally  be  less  than  on  the  earlier  and 
this  too  would  call  for  higher  dams.  On  the  other  hand,  lower  dams  on  the  later 
sieves  may  be  desirable  for  the  purpose  of  making  the  bottom  bed  thinner,  thereby 
throwing  more  fine  concentrates  into  the  hutch  and  helping  to  complete  the  re- 
moval of  values  from  the  tailings.  With  jigs  so  run,  the  later  sieves  will  be 
making  middlings  with  more  or  less  gangue. 

For  purpose  of  comparison,  the  ratios  of  height  of  dam  to  the  height  of  the 
tailboard  have  been  computed  in  Table  283.  Referring  to  this  it  will  be  seen 
that  some  jigs  are  ruled  by  the  arguments  which  call  for  higher  dams  on  later 
sieves ;  others  by  th«  arguments  for  lower  dams ;  and  still  others  have  no  varia- 
tion. It  will  be  noticed  that  the  ratios  in  the  table  range  from  0.14  up  to  unity. 
There  are  only  a  few  below  0.60,  and  of  them  those  in  Mill  38  are  known  to  have 
a  restricted  outlet  and  not  to  depend  entirely  upon  the  height  of  dam  for  the 
regulation  of  discharge. 

Many  forms  of  gate  and  dam  discharge  have  been  designed  which  may  be 


580 


ORE  DRB88INQ. 


435 


diyided  accordiDg  to  their  position  into  three  classes:  (a)  Side  discharges,  (6) 
tail  discharges  and  (c)  center  discharges. 

§  435.  The  Side  Discharge  is  used  in  a  very  large  majority  of  cases.  It  is 
placed  for  convenience  against  the  side  of  the  jig  and  generally  a  little  nearer 
the  tail  than  the  head.  The  tail  comer  has  not  succeeded,  owing  to  the  stagna- 
tion of  the  bottom  bed  due  to  friction  on  the  side  and  on  the  end  of  the  compart- 
ment    Among  the  various  forms  of  side  discharges  are  the  following: 

The  Captain  John  Richards  discharge,  used  at  Mill  44,  has  a  gate  of  sheet 
copper,  semi-cylindrical  in  form  with  3-inch  radius,  flanged  and  nailed  to  the 
side  of  the  jig.  Through  the  plank  wall  of  the  jig  a  hole  is  bored,  sloping  in- 
ward and  upward  about  30^  to  suit  a  lead  pipe,  with  about  f-inch  bore  and  8 
inches  long.  This  pipe  fits  loosely  in  the  hole  and  has  its  inner  end  within  the 
gate.  The  discharge  is  slackened  by  pushing  the  pipe  inward  a  little  in  the  slop- 
ing hole,  thereby  raising  its  inlet  to  a  higher  level,  and  it  is  hastened  by  pushing 
it  outward.  The  stream  flows  directly  into  a  bucket  in  the  bottom  of  which  is 
an  inch  hole  covered  with  20-mesh  wire  screen  to  drain  the  concentrates  a^  they 
are  caught. 

The  discharge  on  the  fine  jigs  of  Mill  37  (see  Figs.  306%  and  306t),  consists  of 
a  pen  I  of  No.  14  galvanized  iron  which  acts  as  a  gate,  and  a  pipe  m  which  acts 


<i«» 


<UMK 


..-£. 


PIG.  335a. — END  VIEW 
OF  GATE  AND  DAM 
DISCHARGE  AT  MILL 
30. 


FIG.   3356. — SIDE 
VIEW  OF  GATE. 


FIG.  335c. — ^PLAK. 


as  a  dam.  The  total  height  of  the  gate  is  5^  inches  above  the  sieve  and  its  lower 
edge  is  f  inch  above.  The  dam,  as  set  in  the  drawing,  is  3^  inches  above  the 
sieve,  but  this  may  need  to  be  adjusted  diflfeiently  for  each  size  and  weight  of  ore. 
The  dam  is  an  inclined  iron  pipe  1  inch  in  diameter,  sliding  in  the  side  wall  of 
the  sieve  box,  the  leakage  being  prevented  by  passing  the  pipe  through  an  elliptical 
hole  in  ^^-inch  sheet  rubber.  It  is  supported  and  held  in  place  by  a  strap  v,  eye- 
rod  w,  clamp  X  and  thumb  screw  y,  aflEording  easy  adjustment. 

The  coarse  jigs  of  Mill  37  have  a  piston  which  is  pushed  down  in  the  enclosure 
by  a  hand  screw,  to  modify  the  discharging  action,  by  cutting  off  part  of  the 
opening  in  the  side  wall  of  the  jig. 

The  discharge  in  Mill  30  (see  Figs.  335a-335c)  has  a  gate  or  enclosure  of  plate 
iron  in  the  form  of  a  semi-cylinder  |  inch  thick  with  a  radius  of  3  inches,  and 
bolted  to  the  side  by  two  f-inch  U  bolts.  The  adjustable  dam  is  of  J-inch  plate 
iron  with  a  discharge  opening  4  inches  wide  by  1^  inches  high  cut  in  it.  This 
can  be  raised  and  lowered  in  guides  so  as  to  give  any  desired  height  of  dam. 
The  center  of  the  discharge  is  5  inches  from  the  tail  of  a  sieve  32  inches  long. 
This  form  is  probably  more  universally  adopted  than  any  other.  In  comparing 
this  discharge  with  those  used  on  the  fine  jigs  of  Mills  37  and  44  we  note  that  the 
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former  changes  suddenly  from  no  discharge  to  a  discharge  over  a  dam  4  inches- 
wide,  while  the  latter  change  to  a  discharge  through  part  or  the  whole  of  the  area 
of  a  moderately  small  pipe.  The  latter  are  much  more  restricted  openings  and 
will  not  draw  down  the  concentrates  so  fast  as  the  former.  They  are,  therefore, 
less  liable  to  draw  over  the  gangue  into  the  concentrates  than  is  the  wide  gate 
of  Mill  30. 

The  Baum  coal  jig  has  the  gate  and  the  dam  suspended  from  the  opposite  arms 
of  a  rocking  lever,  so  that  as  the  lever  is  moved  by  a  third  arm,  the  gate  goes  up 
as  the  dam  goes  down,  and  vice  versa  (see  Fig.  314). 

The  Heberle  discharge  (see  Fig.  336),  is  like  that  of  Mill  30  except  that  the 
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dam  D  is  of  constant  height,  made  in  wood  and  a  plate  iron  piece  B  shuts  down 
upon  it  to  limit  or  cut  oflf  the  discharge. 

In  regard  to  the  enclosure  which  is  necessary  in  the  preceding  forms,  it  sub- 
tracts just  80  much  surface  from  that  doing  active  jigging  work  and  it  im- 
pedes the  carrying  current  which  conveys  the  gangue  from  the  head  toward  the 
tail  of  the  jig;  it  should,  therefore,  be  made  as  small  as  possible  and  still  work 
freely.  The  adjustment  of  the  dam  should  be  simple,  as  the  whole  control  of 
the  bottom  bed  depends  upon  its  regulation. 

§  436.  Tail  Discharges. — The  forms  just  described  under  side  discharge,  can 
be  easily  applied  to  the  tail  of  the  sieve  on  a  one-sieve  jig  or  a  CoUom  jig,  or  to 
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the  last  sieve  on  a  jig  with  several  oompartments.  The  advantage  of  this  posi- 
tion is  that  it  is  the  place  on  the  sieve  where  the  bottom  bed  of  heavy  concentrates 
will  be  the  deepest.  The  construction  of  the  enclosure  will  need  to  be  built  up 
above  the  tailboard  at  the  back,  to  prevent  tailings  from  mixing  with  the  heads. 
For  the  earlier  sieves  of  multi-sieve  jigs  this  arrangement  complicates  the  con- 
struction and  is  not  commonly  used.  The  author  found  it,  however,  in  Mill 
31.  As  used  at  Mill  44  on  the  No.  6  and  No.  7  jigs,  the  gate  or  enclosure  is 
placed  in  the  middle  of  the  tailboard.  The  dam  is  a  pipe  brought  in  through 
me  tailboard,  which  has  a  prolongation  of  rubber  tube.  The  end  of  this  tube 
may  be  elevated  or  depressed  by  a  thumb-nut  and  screw,  for  retarding  or  hasten- 
ing the  discharge  of  concentrates.  The  reason  for  using  a  tail  discharge  on  these 
jigs,  instead  of  a  side  discharge,  is  because  the  bottom  bed  is  not  quite  so  soft  as 
tlutt  of  the  jigs  using  the  Captain  John  Richards  discharge. 

As  used  in  Mill  39  on  No.  1  and  No.  2  jigs,  the  enclosure  is  in  the  form  of  a 
V,  5  inches  wide  and  6^  inches  long. 

Tail  discharges  proper  extend  across  the  sieve  and  draw  ofL  concentrates  from 
the  whole  width.  At  Clausthal  a  tail  discharge  is  used  on  the  jigs  for  sizes 
ranging  from  17.78  mm.  down  to  2.37  mm.  This  discharges  concentrates  through 
a  slot  running  ^he  whole  width  of  the  sieve,  under  the  edge  of  a  gate,  and  they 
are  lifted  over  a  dam  by  the  pulsion  into  a  discharge  launder.  The  gate  is  ad- 
justable up  and  down  by  thumb-screws  arid  is  of  curved  form  to  allow  the  tailings 
to  pass  over  it  (see  Fig.  837).  This  practice  was  adopted  in  the  European  mills 
in  the  seventies.  It  has  a  capacity  for  discharging  continuously  a  large  propor- 
tion of  concentrates  and  if  required  to  discharge  small  quantities,  the  tailboard 
may  have  spaced  holes,  instead  of  a  continuous  slit,  or  it  may  be  run  intermit- 
tently. This  discharge  requires  a  drop  of  at  least  k\  inches  between  the  sieves, 
to  prevent  the  water  and  sand  of  No.  2  sieve  from  splashing  back  into  the  con- 
centrates of  No.  1. 

An  ingenious  method  of  cutting  down  the  amount  of  opening  is  shown  in  Figs. 
338a  and  338b,  the  Osterspey  discharge.      Here  what  is  practically  a  set  of  tri- 


FIG.     338a. — SEC- 
TION OF  OSTER- 
SPE  Y       DIS- 
.  CHARGE. 


FIG.  3386. — REGULATOR  FOR  OSTERSPEY  DIS- 
CHARGE. 


angular  holes  is  made  to  be  raised  or  lowered  in  front  of  the  discharge  slit,  thereby 
giving  any  amount  of  opening  desired. 

§  437.  Center  Discharges,  sometimes  called  bell  discharges  (see  Fig.  337). 
Tb^se  have  circular  enclosures  or  gates  placed  centrally,  nearer  the  tail  than  the 
head.  In  the  middle  of  the  enclosure  a  pipe  passes  down  through  the  sieve  and 
out  at  one  side  of  the  jig  tank,  and  carries  off  the  concentrates.  The  extension 
upward  of  this  pipe  above  the  sieve  is  adjustable  as  to  its  height  and  it  serves  as 
a  dam.  The  changing  of  sieve  frames  from  time  to  time  makes  the  connection 
with  the  central  pipe  troublesome.  This  was  tried  in  some  of  the  mills  at  Lake 
Superior  between  1866  and  1872  and  given  up.     As  used  at  Przibram,  the  gate 
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is  10  inchies  high  and  6  inches  in  diameter;  the  pipe  dam  is  1^  to  2^  inches  in 
diameter. 

§438.  (6)  Other  Forms  of  Discharges  than  Gate  and  Dam. — ^These  are 
not  80  commonly  used  and  a  description  of  two  types  only  will  be  given. 

The  Captain  Harris  Atmospheric  Discharge. — ^This  discharge  is  used  in  Mills 
44  and  46  for  taking  off  coarse  concentrates,  which  are  in  this  case  middlings, 
from  the  whole  width  of  the  tail  of  the  coarse  jigs  which  treat  stuff  ^  inch 
(4.76  mm.)  in  diameter.  It  is  used  in  Mill  44  on  both  sieves  of  No.  2  jig,  on 
the  second  sieve  of  No.  3  jig,  on  jig  No.  10,  on  the  first  and  third  sieves  of  No.  12 
jig  and  on  the  third  sieves  of  No.  13  and  No.  14  jigs ;  in  Mill  46  on  the  second 
sieve  of  No.  1  jig. 

As  shown  in  Fig.  339,  it  consists  of  an  enclosure  A  with  an  air-tight  top, 
sides  and  ends,  2  inches  wide  and  not  quite  reaching  the  sieve  to  allow  the  passage 
of  concentrates.  It  is  made  of  ^-inch  steel  plate  bent  at  right  angles  and  screwed 
to  the  tail  cleat    At  the  top  in  the  center  is  a  f-inch  pipe  B,  10  inches  high. 


PIG.  339. — atmospheric  discharge,  fig.  340. — pipe  discharge  in  mill  28. 

with  a  little  cock  C  which  can  be  opened  for  passage  of  air,  or  closed.  At  the 
level  of  the  sieve  is  a  }-inch  pipe  D  through  which  the  concentrates  flow.  When 
the  cock  is  closed,  no  concentrates  discharge;  when  it  is  wide  open  the  concen- 
trates discharge  very  rapidly;  by  regulating  the  air  cock  the  quantity  of  con- 
centrates is  regulated. 

Pipe  Discharge. — In  Mill  28  on  jigs  No.  3  to  No.  8  inclusive,  the  coarse  con- 
centrates are  discharged  from  the  center  of  the  sieve  through  a  2i-inch  pipe  P 
(see  Fig.  340),  sloping  55**,  the  upper  end  of  which  is  flush  with  the  sieve.  This 
pipe  passes  out  through  the  wall  of  the  jig.  The  flow  of  the  concentrates  is  regu- 
lated by  a  check-plate  h,  hinged  at  a,  which  is  held  up  by  a  rod  d  and  thumb-nut  c. 
When  the  plate  is  lowered  the  concentrates  flow  more  freely,  when  raised,  less  so. 
It  can  be  screwed  up  to  a  point  where  it  shuts  off  both  concentrates  and  water. 
The  man  who  tends  the  jig  judges  by  the  depth  of  coarse  concentrates  on  the 
sieve  whether  to  run  the  discharge  faster  or  slower.  This  is  one  of  the  simplest 
forms  of  discharge  and  one  which  is  available  for  all  but  the  coarsest  jigging 
sizes. 

Kunhardt  found  this  discharge  used  abroad,  with  the  lower  end  partially  closed 
by  a  sliding  gate  or  nozzle  of  given  diameter.  In  using  this  form  of  discharge 
Linkenbach  recommends  that  for  material  over  13  mm.  the  diameter  of  the  pipe 
should  be  three  times  the  size  of  the  stuff  discharged,  and  for  small  stuff,  four 
times. 

§  439.  Double  Discharges  are  sometimes  used  upon  a  sieve  in  the  effort  to 


584  OlELB  DEE88INQ.  %  440 

accomplish  upon  one  sieve  what  is  usually  done  upon  two  sieves  in  series.  The 
capacity,  however,  is  diminished  or,  if  not,  the  quality  of  the  work  suffers. 

In  Mill  17  No.  1  jig,  on  the  first  sieve,  makes  galena  by  a  gate  and  dam  dis- 
charge; on  the  second  sieve,  it  makes  blende,  etc.,  by  a  low  gate  and  dam  dis- 
charge, and  quartz-blende  middlings  by  a  high  gate  and  dam  discharge,  while 
the  tailings  are  clean  enough  to  throw  away.  The  galena  gate  and  dam  are  | 
and  2  inches  high  respectively.  The  blende  gate  and  dam  are  f  and  2  inches 
high  respectively.  The  quartz-blende  middlings  gate  and  dam  are  2  and  2^ 
inches  high  respectively. 

The  following  notes  are  given  of  European  practice  about  1870:  (1)  Braun's 
jig  at  Perm  works**  used  two  tail  discharges,  one  above  the  other.  (2)  At 
Bleyberg**,  two  discharges  were  used  on  one  sieve;  one  was  a  center  discharge, 
the  other  was  a  tail  gate  and  dam.  (3)  At  Angleur  and  at  Itocheux^%  two- 
compartment  jigs,  were  used,  each  with  two  tail  discharges  one  above  the  other, 
and  yielded  on  first  sieve,  galena  in  the  lower  discharge  and  galena  and  pyrite 
in  the  upper;  on  the  second  sieve,  pyrite  in  the  lower  and  pyrite  and  blende  in 
the  upper.  The  tailings  were  waste.  The  two  mixed  products  were  returned  to 
the  jig.  (4)  At  Welkenraedt*^,  a  three-sieve  jig  had  center  discharge  on  all 
the  sieves  and  tail  discharge  on  the  first  two.  It  yielded  on  the  first  sieve  in  the 
center  discharge,  galena;  in  the  tail  discharge,  galena  with  pyrite  and  blende, 
which  was  re-crushed ;  on  the  second  sieve  in  the  center  discharge,  pyrite  with  a 
little  blende  and  galena,  which  was  re-crushed ;  in  the  tail  discharge,  blende  with 

B^ite,  which  was  returned  to  the  jig ;  on  the  third  sieve  in  the  center  discharge, 
ende,  and  overflow  which  was  waste. 

A  one-sieve  jig,  called  Ferraris  Intermediate  Jig  (see  Fig.  330),  used  at 
Monteponi  for  blende  and  galena,  has  a  sieve  400  mm.  wide  and  1,200  mm.  long, 
and  at  950  mm.  from  the  head  end  the  tailings  are  taken  out  by  a  central  vertical 
pipe  a;  at  the  tail  end  are  two  gate  and  dam  discharges  dd  with  circular  open- 
ings 60  mm.  in  diameter.  These  may  both  be  run  together,  making  the  same 
quality  of  blende,  or  they  may  be  run  to  take  coarse  concentrates  from  different 
levels  and  give  two  qualities  of  blende.  The  gates  are  kept  high  enough  so  that 
the  galena  is  allowed  to  remain  on  the  sieve  till  sufBciently  concentrated  and  is 
skimmed  off  once  a  day. 

§  440.  Intermittent  Automatic  Discharge. — ^It  is  possible,  when  the  pro- 
portion of  coarse  concentrates  is  not  large  enough  to  run  the  various  forms  of 
automatic  discharges  continuously,  to  run  them  intermittently  instead  of  resort- 
ing to  skimming.  This  is  the  case  on  the  second  and  third  sieves  of  No.  4  jig 
in  Mill  22,  on  the  second  sieve  of  No.  4  jig  in  Mill  24,  and  on  the  first,  secord 
and  fourth  sieves  of  No.  4  jig  in  Mill  33.  Kunhardt  states  that  this  intermit- 
tent method  is  often  applied  to  a  pipe  discharge,  to  prevent  a  serious  waste  of 
water,  where  grains  in  the  concentrates  are  large.  The  jig  is  run  until  the 
coarse  concentrates  have  nearly  reached  the  top  of  the  tail.  They  are  then  drawn 
down  by  opening  the  discharge  ijipe  until  tailings  begin  to  appear.  Then  the 
discharge  is  closed  and  the  operation  repeated.  He  does  not  recommend  it,  how- 
ever. 

In  comparing  skimming  with  intermittent  discharge,  the  latter  has  the  advan- 
tage that  it  does  not  necessitate  the  stopping  of  the  jigging,  and  it  costs  less  labor. 
The  former  has  the  advantage  in  the  oft-repeated  readjustment  of  the  sieve  and 
in  the  better  selection  or  quality  of  the  concentrates.  Both  have  in  common  the 
following  disadvantages :  Danger  of  concentrates  getting  into  the  tailings ;  danger 
of  gangue  getting  into  the  heads ;  increased  loss  by  attrition ;  less  perfect  jigging, 
due  to  varying  depth  of  bottom  bed. 

§441.  Stay  Boxes  for  Automatic  Discharges  (see  Figs.  341a  and  3416), 
are  small  water-tight  compartments  with  hopper-shaped  bottoms,  communicating 
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with  the  delivery  of  the  automatic  discharge.  Into  this  compartment  the  coarse 
concentrates  can  move  without  the  passage  of  any  water.  In  fact,  as  they  move 
in  they  displace  a  certain  amount  of  water  which  passes  back  on  the  sieve.  After 
the  concentrates  have  sufficiently  accumulated  they  may  be  drawn  off  through  a 


PIG.  341a. — ^END  SECTION 
OP  JIG  WITH  STAY  BOX. 


PIG.  3416. — SIDE  ELEVATION. 


gate  below  and  the  operation  repeated.  They  save  water  and  guard  against  too 
ffreat  a  flow  of  ore.  Kunhardt  found  them  employed  only  on  jigs  treating  stuff 
larger  in  diameter  than  |  inch.  In  Mill  28,  jigs  No.  1  and  2,  treating  stuff 
above  16  mm.,  both  have  stay  boxes  which  are  10  inches  wide,  22  inches  long  and 
37  inches  deep^  with  a  nipple  at  the  bottom  closed  by  an  inside  plug  which  may 


UG.  342a. — ^longitudinal  section 

OP  THE  PERRARIS  STAT  BOX. 
CDImfliMions  in  milllmeten.) 


PIG.   3426.— CROSS  SECTION. 


be  lifted  by  a  wire  to  discharge  them.    Mill  27  also  uses  stay  boxes  on  the  coarser 

jigs- 
Ferraris  uses  at  Monteponi  a  stay  box  which  holds  back  the  rush  of  water,  but 

draws  off  the  ore  from  tiie  discharge  continuously  (see  Figs.  342a  and  3426). 

In  construction  and  mode  of  running,  it  is  similar  to  the  Frenier  spiral  sand 

pump  (see  §  631),  run  backward.    The  concentrates  are  free  to  enter  the  cen- 
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tral  part  of  this  spiral,  but  they  can  only  pass  on  as  the  spiral  slowly  leyolTeBy 
giving  increased  cubic  contents  for  their  reception.  The  total  capacity  of  Uie 
spiral  is  1  to  1^  liters  per  rcTolution,  and  the  speed  may  be  varied  from  1.7  to 
14  revolutions  per  minute.  The  dimensions  given  on  the  figures  are  in  milli- 
meters. 

DiscHABOES  WITH  Unwaterino  Sibves. — ^Thc  discharged  coarse  concentrates 
are  sometimes  unwatered  by  passing  over  an  inclined  screen  of  smaller  mesh 
than  that  used  in  the  ji^.  At  Clausthal  the  sieve  for  grains  17.78  mm.  to  4.22 
mm.  diameter  slopes  33  ;  for  the  several  smaller  sizes  the  slope  is  45**.  They 
yield  concentrates  to  a  box  and  water  which  is  returned  to  the  mill. 

Dischaboes  into  the  Hutch. — In  some  coal  jigs  it  frequently  happens  that 
the  coarse  concentrates  and  hutch  product  are  both  collected  together  in  the  hutch, 
both  being  waste  products.    The  oheppard  ji^  is  an  example  of  this. 

§  442.  Disposal  of  Concentrates. — ^When  the  concentrates  flow  automatic- 
ally from  the  jig,  they  may  be  handled  in  several  ways  as  follows,  of  which  the 
first  four  are  where  the  products  are  finished^  and  the  last  four  wheie  additional 
treatment  is  needed: 

(1)  The  product  of  each  jig  may  be  unwatered  separately  in  boxes  which  send 
their  overflows  to  a  settling  tank,  while  the  concentrates  are  shoveled  to  a  barrow 
or  a  car.  This  arrangement  is  well  illustrated  in  the  Lake  Superior  copper  mills 
(44,  45,  46,  47  and  48),  where  the  hutch  products  of  a  pair  of  finishing  jigs  go 
to  a  compartmented  tank  or  '^copper  boxes.'^  The  tank  used  in  Mill  48  has  seven 
compartments,  as  shown  in  Fig.  343.     Assuming  for  a  specific  example  that  this 

__  -,'/ ^     is  treating  the  hutches  of  No.  1  and  No.  2  finisher  jigs, 

then  the  first,  second  and  third  sieves  of  No.  1  finisher 
go  to  boxes  1,  2  and  3  respectively,  and  in  the  same 
way,  those  of  No.  2  go  to  boxes  4,  5  and  6  respectively. 
The  boxes  overflow  one  to  another  as  indicated  by  the 
arrows,  everything  finally  coming  to  box  7.  The 
overflow  of  box  7  goes  to  a  long,  horizontal  launder  or 
settling  tank,  which  in  turn  overflows  into  the  main 
tailings  launder.  For  the  quality  of  these  products  the 
reader  is  referred  to  the  mill  scheme  in  Chapter  XX.  The 
No.  3  and  No.  4  flnishing  jig  hutches  are  handled  in  like  manner,  but  yield  a 
difEerent  quality  of  products.  The  copper  boxes  of  Mills  44,  45  and  46  are 
very  similar  to  those  of  Mill  48.  In  general,  the  richer  box  overflows  into  the 
poorer,  although  this  is  not  a  universal  rule.  In  Mill  47,  four  more  bompart- 
ments  are  added  for  settling  the  overflow  and  the  long  settling  tank  is  dispensed 
with.  In  Mill  47. the  depth  at  the  upper  margin  of  the  copper  boxes  is  14 
inches,  at  the  lower  margin  18  inches.  The  c6ver  jig  of  Mill  47  delivers  its 
hutch  into  a  box  2  feet  long,  1  foot  wide  and  3  feet  deep.  Thi»4nethod  is  not 
uncommon  in  other  mills  than  those  of  Lake  Superior.  For  example,  it  is  used 
in  Mills  15,  30,  70,  85  and  87. 

(2)  The  concentrates  may  be  unwatered  in  boxes  with  a  fine  filter  screen  in 
the  bottom,  a  gate  for  sluicing  out  the  settled  ore  and  a  car  for  transporting  it 
Mill  28  has  a  special  story  in  the  mill  beneath  the  jigs  for  these  boxes  and  each 
sieve  of  each  jig,  from  No.  3  to  No.  8,  has  its  own  box.  These  boxes  are  built 
as  two  long  compartmented  tanks  side  by  side,  each  50  feet  long.  There  are 
twelve  boxes  or  compartments  in  each  tank  and  each  box  is  4  feet  6  inches  deep, 
2  feet  8  inches  wide  and  about  4  feet  long.  The  bottoms  of  the  boxes  slope 
toward  the  discharge  gate  and  the  latter  has  a  spout  or  chute  for  convenient  de- 
livery into  the  car.  The  screens  are  of  wire  clotn  and  are  placed  in  the  side  near 
the  lowest  point  where  the  wear  will  be  least,  and  the  water  with  the  small 
amount  of  ore  which  passes  through  is  carried  to  the  No.  1  settling  tank.     The 
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fig.  843. — *' copper 
boxes"  of  mill  48. 
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earlier  and  later  jigs  have  no  under  story;  their  concentrates  are  treated  by  the 
first  method.  Mill  27  and  some  others,  dispose  of  the  concentrates  of  a  portion 
of  the  jigs  by  this  method.  The  Lake  Superior  native  copper  mills  use  this 
scheme  in  a  very  simple  way  for  the  coarse  concentrates  which  go  into  little 
buckets  with  a  hole  about  1  inch  in  diameter  in  the  bottom  covered  with  a 
fine  screen.  When  the  bucket  is  full,  in  most  cases  it  is  carried  by  boys  to  the 
shipping  car  or  barrels  or  in  the  case  of  Mill  44,  the  boys  dump  it  into  a  special 
jerking  conveyor  which  delivers  it  to  the  shipping  car.  The  drainings  of  the 
buckets  are  saved  in  a  settling  tank. 

(3)  All  the  jig  concentrates  are  run  together  into  a  large  system  of  settling 
tanks.  In  general,  these  consist  of  a  set  of  large  settling  boxes  with  or  without 
filter  screens,  with  gates,  chutes  and  cars  for  ease  of  draining,  discharging  and 
shipping  the  products,  and  of  very  large  settling  tanks,  for  settling  the  fine 
overflows.     Mills  38  and  42  are  instances  of  this  method  (see  §349). 

(4)  All  the  jig  concentrates  are  run  into  one  of  a  set  of  very  deep  tanks. 
These  tanks  are  in  different  stages  of  a  cycle  of  operations;  one  will  be  receiv- 
ing concentrates;  a  second  is  draining  and  a  third  is  being  emptied.  Mills  30, 
31,  32,  34,  35  and  40  are  instances  of  this  method  (see  §  349). 

(5)  The  concentrates  are  sent  by  launders  to  a  trunking  table  or  trunking 
machine,  where  by  a  hand  hoe  or  by  mechanical  device  the  little  remaining 
gangue  is  taken  out,  leaving  pure  concentrates  for  the  smelter  and  middlings 
returned  for  further  treatment.  Mills  22,  25,  and  the  Desloge  mill  in  Missouri 
all  use  this  method. 

(6)  Certain  fine  jig  products  are  made  on  jigs  which  have  bottom  beds  with 
large  interstices  and  free  suction,  and  as  a  result,  contain  too  much  gangue. 
Their  hutch  products  are  fed  to  jigs  that  are  run  slower,  with  smaller  interstices, 
and  yield  finished  products.  Examples  of  this  are :  Mills  9,  10,  22,  38,  42,  43, 
44,  45,  46,  47,  48  and  86. 

(7)  Certain  very  fine  jigs  yield  hutch  products  with  too  much  gangue.  This 
is  removed  by  kieves.     Mills  46  and  47  are  instances. 

(8)  Jigs  making  middling  products  containing  concentrates  attached  to 
gangue  and,  therefore,  requiring  re-crushing,  send  these  products  to  some  crush- 
ing machine,  as  rolls,  Huntington  mill,  Bryan  mill  or  gravity  stamps.  This 
treatment  of  re-crushing  middlings  exists  in  nearly  all  the  mills. 

§  443.  Removal  of  Tailings. — ^The  usual  American  practice  is  to  allow  the 
tailings  to  overflow  the  tailboard  of  the  jig,  the  water  washing  them  away  in 
a  launder.  At  Monteponi,  Sardinia,  Ferraris  uses  a  vertical  pipe  a  extending 
up  through  the  whole  bed  near  the  tail,  for  taking  off  the  tailings  from  his  inter- 
mediate jig  (see  Fig.  330). 

Sometimes  it  may  be  desirable  to  unwater  the  tailings;  for  example,  first, 
where  the  sand  is  unfinished,  requiring  further  jigging  or  further  crushing; 
second,  where  there  is  fine  stuff  of  value  in  the  jig  tailings  which  can  be  sepa- 
rated by  a  hydraulic  classifier  attached  to  the  tail  of  the  jig,  the  overflow  being 
sent  for  further  treatment,  the  spigot  being  waste" ;  and  third,  where  economy 
of  water  is  to  be  practised.  Tms  last  is  sometimes  the  purpose  in  European 
mills,  but  in  this  country  labor  as  well  as  water  would  need,  to  be  economized. 
To  this  end,  it  will  generally  be  cheaper  to  have  the  water  carry  the  sand  to  the 
tailings  pond  and  then  it  can  be  pumped  back  to  the  mill. 

There  are  several  methods  of  obtaining  practically  dry  tailings,  among  which 
are  the  following: 

(1)  Unwatering  is  done  by  a  steeply  inclined  sieve,  the  tailings  passing  over 
and  the  water  passing  through  the  sieve.  In  Mill  27  (see  Fig.  344),  a  screen 
of  the  width  of  the  jig,  sloping  45**,  and  IG-mesh  with  No.  22  wire  (0.0346  inch 
diameter  of  hole)  is  used  on  the  tailings  of  No.  6  and  No.  7  jigs.    At  the  lower 
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end  of  the  eieve  is  a  little  cross  dam  1  inch  high  to  prevent  the  water  from  pass- 
ing down  with  the  sand.     The  sand  is  discharged  to  the 
hopper  of  a  Hendy  Challenge  feeder  and  sent  to  stamps, 
while  the  water  goes  to  waste.     The  tailings  of  No.  1  jig 
in  Mill  86  (through  9  on  6^  mm.)  pass  over  a  10-mesh 
steel  wire  inclined  screen  which  is  the  same  width  as  the 
jig  sieve  and  slopes  40"".       The  water  is  settled  in  a  set- 
tlmg    tank    and   then   mns    back    to    the    mill     tank. 
The  tailings  are  still  wet  enough  to  slide  in  the  trough  to 
the  Huntington  mill.     For  the  tailings  of  No.  2  jig  (6^         ^ 
to  3  mm.)   the  arrangement  is  similar,  except  that  the      "^ili 
screen  is  16  mesh.     A  similar  arrangement  is  used  in  an-  fig  344. — unwater- 
other  Colorado  mill.     Coal  is  not  infrequently  unwatered      ino     scbebn     in 
by  passing  it  over  a  sieve,  as  it  leaves  the  jig.     It  was  used      mill  27. 
in  Germany  as  far  back  as  the  days  of  Rittinger. 

(2)  TJnwatering  boxes,  fastened  to  the  tail  of  the  jig  are  used  for  removing  a 
part  of  the  water  as  overflow  to  be  used  on  other  machines,  while  the  remaining 
water  carries  forward  the  sand.  In  Mill  44  unwatering  boxes  are  put  in  be- 
tween the  second  and  third  sieves  of  the  finishing  jigs  (CoUom  jigs).  In  Mill 
48  they  are  18  inches  long  by  24  inches  wide  and  are  put  in  between  the  first 
and  second,  as  well  as  between  the  second  and  third  sieves  of  the  finishing  jigs 
(Collom  jigs)  ;  the  settled  sand  goes  by  two  little  spigots  to  the  next  sieve  and 
the  overflow  water,  after  settling  out  its  fine  slimes  for  slime  tables,  is  sent  to 
waste. 

(3)  The  disposal  of  tailings  by  jigging  with  a  stay  box  has  already  been 
described  (see  9  424). 

(4)  The  tailings  of  many  jigs  go  to  unwatering  boxes  located  at  a  distance 
from  the  jig.     They  are  treated  under  that  head  (see  §  340). 

(6)  A  mechanical  device  is  used  on  the  Luhrig  jig.  It  consists  of  an  end- 
less chain  scraper  which  carries  the  coal  from  the  tail  up  an  inclined  plane. 
This  saves  the  large  quantity  of  water  which  would  be  required  to  carry  so 
coarse  a  product  over  the  tail,  so  that  no  water  is  removed  except  that  adhering 
to  the  coal. 

(6)  Eunhardt  mentions  a  revolving  paddle  wheel  or  a  shovel  at  the  end  of 
an  oscillating  lever  as  simple  devices  commonly  employed  in  Europe  for  sweep- 
ing the  tailings  over  a  concavely  round  tail. 

(7)  A  coal  jig  described  by  M.  Evrard^*,  as  used  in  Prance,  has  a  movable 
frame  above  the  sieve  with  a  number  of  blades  running  crosswise  of  the  jig.  By 
the  use  of  two  cams,  one  giving  horizontal  motion  and  the  other  vertical,  the 
blades  are  made  to  push  the  surface  coal  toward  the  tail  of  the  jig,  then  to  rise 
and  return  toward  the  head  and  finally  descend  to  the  coal  to  give  it  another 
push.  This  cycle  is  repeated  constantly  and  by  it  the  capacity  of  the  jig  is  in- 
creased and  the  carrying  current  done  away  with. 

(8)  The  tailings  of  jigs  at  Przibram  flow  over  the  tail  into  a  shallow  compart- 
ment in  the  side  of  which  is  a  sieve,  through  which  the  water  passes  into  a  sec- 
ond compartment.  The  tailings  are  conveyed  from  the  first  compartment  up  a 
trough,  inclined  26®,  by  an  Archimedean  screw  conveyor.  The  water  is  elevated 
from  the  second  compartment  8  to  12  inches  by  a  little  propeller  at  the  rate  of 
3.4  to  6  cubic  feet  per  minute  and  returns  to  the  hutches.  An  arrangement 
similar  to  this  occurs  quite  frequently  in  coal  jigs  where  the  coal  and  water 
passing  over  the  tail  fall  into  a  compartment  from  which  the  coal  is  removed  by 
a  conveyor  while  the  water  passes  through  valves  into  the  hutch  of  the  jig  again. 

§  444.  The  Number  op  Sieve  Compartments  required  in  a  jig.  In  general 
this  will  depend  upon  three  things:  (1)  the  purpose  for  which  the  jig  is  used; 
(2)  the  capacity  required  of  the  jig;  (3)  the  ease  of  separation. 
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(i)  The  Purpose. — It  is  common  to  jig  very  coarse  products  upon  one  sieve 
in  order  to  quickly  take  out  what  coarse  free  concentrates  there  are  and  send 
all  the  rest  to  be  crushed  finer.  A  next  finer  size  is  often  treated  upon  two 
sieves  in  the  same  way.  For  a  third  grade^  where  the  mineral  is  more  per- 
fectly unlocked  and,  therefore,  middlings  only  are  re-crushed,  a  three  or  four 
sieve  jig  is  good  practice.  For  the  finest  sizes  of  all,  where  the  middlings  may 
be  only  re-washed  or  no  middlings  made,  three,  four  or  even  five  sieves  are  con- 
sidered good  practice..  The  last  sieve  is  run  as  a  guard  to  prevent  loss  in  tail- 
ings. For  this  purpose  it  is  run  with  a  loose  bottom  bed  to  take  into  the  hutch 
all  that  can  be  saved.  The  hutch  so  saved  requires  re-treatment  and  on  coarse 
sizes  it  will  contain  included  grains,  but  on  fine  will  generally  require  only 
further  washing. 

Where  an  intermediary  jig  is  used,  as  in  Mill  24  and  in  one  Colorado  mill,  to 
treat  the  undersize  of  the  last  trommel  and  send  its  tailings  to  the  first  classifier, 
a  one-sieve  jig  is  good  practice. 

Where  rough,  quick  work  is  required,  as  in  Mill  13  for  example,  or  on  iron 
ore  or  coal,  in  order  to  get  rich  heads  with  little  regard  to  the  loss  in  the  tail- 
ings, a  single  sieve  is  used. 

The  clean-up  jigs  for  the  mortar  residues  of  the  Lake  Superior  steam  stamps 
in  Mills  44  and  47,  and  a  few  finishing  jigs,  as  Mills  44  and  45  on  native  copper, 
with  small  duty,  need  only  one  sieve  each. 

Jigs  for  testing  small  batches  of  ore  to  ascertain  the  yield  they  will  give  to 
concentration,  are  often  made  with  one  sieve  only. 

(2)  The  capacity  required  of  a  jig  will  aflfect  the  number  of  sieves  needed. 
Jigs  required  to  do  a  great  deal  of  work  will  want  more  sieves.  This  loading 
up,  however,  may  easily  be  overdone  and  it  is  probable  that  two  jigs  with  three 
sieves  each  will  do  better  work  than  one  with  six  sieves,  the  quantity  of  ore 
treated  being  the  same  in  both  cases. 

(S)  Ease  of  Separation. — This  is  affected  by  the  coarseness  or  fineness  of  the 
crystalline  dissemination  of  the  heavy  mineral  in  the  gangue.  If  the  minerals 
are  in  large  crystals  which  easily  tumble  apart  when  crushed,  then  fewer  sieves 
will  be  needed.  If  they  are  finely  disseminated,  tending  to  the  formation  of 
much  middlings  of  all  shades  of  composition,  then  more  sieves  will  be  needed 
to  effect  a  satisfactory  concentration. 

It  is  also  affected  by  the  weight  of  the  gangue.  If  the  gangue  is  heavy  as 
siderite,  magnetite,  epidote,  etc.,  the  jigging  becomes  more  difficult  and  more 
sieves  will  l^  required  than  in  the  case  of  light  gangue. 

Again,  it  is  affected  by  the  difference  in  specific  gravity.  For  example,  the 
separation  of  galena  from  quartz  is  much  more  easily  done  and  requires  fewer 
sieves  than  the  separation  of  blende  from  quartz. 

Finally,  it  is  affected  by  the  number  of  minerals  to  be  separated.  For  ex- 
ample, a  three  mineral  separation  will  naturally  require  more  sieves  than  a  two 
mineral,  and  a  four  mineral  separation  more  than  a  three. 

§  445.  Sieves  for  Two  Mineral  Separation. — The  number  of  sieves  used  in 
jigging  different  sizes  in  two  mineral  separation  found  in  the  mills  is  represented 
in  Table  271,  and  a  summary  of  these  figures  is  given  in  Table  285. 

The  practice  of  the  United  States,  therefore,  for  Harz  jigs,  favors  one  sieve 
for  feed  which  has  a  maximum  grain  lying  between  64-32  mm.,  two  sieves  for 
grains  32-16  mm.,  three  sieves  for  grains  16-8  mm.,  three,  four  or  five  sieves 
for  grains  8-0  mm. 

Linkenbach  recommends  for  a  two  mineral  separation,  where  they  separate 
easily  owing  to  large  difference  in  specific  gravity,  a  two-sieve  jig,  yielding  clean 
concentrates  on  the  first,  middlings  on  the  second,  and  clean  tailings  in  the 
overflow- 
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TABLB  286. — NUMBER  OF  SIEVES  USED  IN  JI08  FOB  TWO   MINERAL   8BPABATI0N. 


Mazimmn  8ise 

In  the  Feed  Li68 

BetweeD. 

Number  of  JIffB  with 

1  Sieve. 

86ieTes. 

SSieres. 

48ieiree. 

6  8ieve& 

0 
0 
0 
0 

1 
8 

6 

Mm. 
64-4S 
88-10 
10--8 
8-4 
4-8 

1 

1 
0 

10 
(a)  14 
la)  4 
Ca)8 

0 
8 

18 

18 

19 

(a)  81 

16 

0 
0 
8 
0 
11 
8 

81 

(a}llM«  Bumben  are  largely  increMed  by  the  Oollom  )ln  oC  Lake  Superior  and  Montasa,  wbidiare 
to  use  fewer  ale?cs  on  aooount  of  the  large  amount  of  hydraulic  water.    (6)  Thia  is  an  intermediary  Jig 

§  446.  Sieves  for  Three  Mineral  Sepaaviion. — The  jigs  in  the  mills  making  a 
three  mineral  separation  have  sieves  as  shown  in  Table  286. 

TABLB  286. — NUMBER  OF  SIEVES  ON  JIGS  MAKING  A  THREB  MINERAL  SEPARATION. 


Maximum  Siae 

in  the  Feed  Lies 

Between. 

Number  of  Jigs  with 

1  Sieve. 

8SieTefl. 

SSieves. 

48ien!a. 

SSienia. 

eSleves. 

Mm. 
10-8 

4-8 

0 
0 
0 
0 

0 

1 
0 
0 
0 

0 

0 

1 
1 
1 

8 

8 

8 

8 
6 

0 

(o)l 

? 
0 

0 

0 

0 

(a)l 

0 

The  jigs  marked  {a)  in  Table  286  are  typical  of  a  class  of  mills  in  Southwest 
Missouri  of  which  there  may  be  ten  or  more.  The  many  sieves  are  used  to  get 
high  capacity  when  jigging  blende  with  small  difference  in  specific  gravity  between 
the  concentrates  and  the  waste.  The  Cooley  jigs  used  for  this  work  have  5  and 
7  sieves  on  the  roughing  and  finishing  jigs,  respectively.  The  only  mills  the 
author  found  making  a  three  mineral  separation  on  jigs  are  9,  10,  15,  17,  18 
and  19.  Although  this  table  is  meager  in  number  of  ligs,  it  shows  that  the 
separation  of  three  minerals  in  this  country  generally  calls  for  from  three  to  six 
sieves  on  a  jig. 

Bellom'*  finds  four  compartments  most  commonly  used  in  Europe  for  three 
mineral  separation,  disposing  the  products  as  follows :  No.  1  sieve  yielding  pure, 
heavy  mineral ;  No.  2  sieve  yielding  heavy  and  medium  minerals  mixed ;  No.  3 
sieve  yielding  pure  medium  mineral ;  No.  4  sieve  yielding  medium  and  light  min- 
erals mixed ;  tailings  are  pure  light  weight  mineral.  He,  however,  favors  the 
plan  used  at  Ems,  which  has  only  three  sieves  for  three  mineral  separation,  dis- 
posing the  products  as  follows :  No.  1  sieve  yielding  pure,  heavy  mineral ;  No. 
2  sieve  yielding  heavy  and  medium  minerals  mixed ;  No.  3  sieve  yielding  medium 
with  a  little  light  mineral;  tailings  are  pure  light  weight  mineral.  This,  of 
course,  could  only  be  done  where  the  medium  mineral  was  well  unlocked. 

Linkenbach**,  where  hand  picking  is  used  for  coarser  sizes,  gives :  First  sieve, 
clean  heavy  mineral;  second  sieve,  pure  medium  mineral  mixed  with  included 
grains  of  heavy  and  medium,  which  is  hand  picked ;  third  sieve,  middling  prod- 
uct which  is  re-crushed ;  tailings,  which  are  clean  gangue. 

At  the  Vaucron  miir*  in  Prance,  5-sieve  jigs  are  used,  which  yield:  First 
sieve,  pure  galena;  second  sieve,  mixed  galena  and  blende;  third  sieve,  blende; 
fourth  sieve,  blende;  fifth  sieve,  mixed  blende  and  waste;  tailings,  clean  waste. 

§  447.  Four  Mineral  Separation, — At  Diepenlinchen*^  a  six-sieve  jig  was  tried 
and  it  yielded:  First  sieve,  galena  with  80%  lead;  second  sieve,  galena  with 
72%  lead;  third  sieve,  mixed  galena,  pyrite  and  blende;  fourth  sieve,  blende 
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with  62%  zinc;  fifth  sieve,  blende  with  45%  zinc;  sixth  sieve,  mixture  of  blende 
and  gangue;  tailings,  gangue.  The  ore  was  found  to  contain  but  little  pyrite 
and  the  jig  was  found  to  have  too  many  sieves  and  the  above  was  abandoned  in 
favor  of  a  four-sieve  jig,  which  yielded :  First  sieve,  galena ;  second  sieve,  mixed 
galena,  pyrite  and  blende;  third  sieve,  blende;  fourm  sieve,  mixed  blende  and 
gangue ;  tailings,  gangue. 

In  a  mill  designed  by  Fried.  Krupp  Grusonwerk  for  British  Columbia"*,  five- 
sieve  jigs  are  recommended,  yielding  products  as  follows:  First  sieve,  clean 
galena;  second  sieve,  galena  and  pyrite;  third  sieve,  clean  pyrite;  fourth  sieve, 
poor  pyrite;  fifth  sieve,  clean  blende  (and  barite  if  present);  tailings,  clean 
gangue. 

§  448.  Width  of  Jig  Sieves. — ^The  width  of  sieves  together  with  the  length, 
as  used  in  the  mills  is  given  in  Table  271.  A  summary  of  these  dimensions 
with  averages,  is  given  in  Table  287.    The  summary  does  not  include  the  Col- 


TABLE  287. — SUMMARY  OP  LENGTHS  AND  WIDTHS  OP  JIG  SIEVES  IN  THE  MILLS 

EXCEPT   COLLOM   JIGS. 

Maximum  Grain 
of  Feed  Liea  be- 
tween thMe 
Diameters. 

Number  of  Jigs 
Ckwaidered. 

Length. 

Width. 

Maximum. 

Tiffin  im^iin 

Arenige. 

Maximum. 

Minimum. 

Average. 

Jigs  in  which  the  maximum  sise  fed  is  known. 


Mm. 

Inches. 

Inches. 

'Inches. 

Inches. 

Inches. 

Inchea. 

64-82 

5 

48 

88 

86.0 

94 

10.5 

90.8 

fli-10 

11 

48 

«6 

80.0 

94 

10 

10.4 

16--8 

SB 

40 

94 

81.8 

94 

16 

18.8 

8-4 

88 

88.75 

88 

81.7 

94 

16 

18.8 

4-S 

85 

88.76 

88 

89.0 

94 

14 

18.2 

•-1 

18 

80 

99- 

81.4 

94 

18 

18.2 

1-0 

4 

89.6 

98 

90.1 

10 

16.6 

16.8 

Jigs  in  which  the  maTJmwm  slie  fed  is  unlmown,  being  fed  by  later  spigots  of  clasBlilers.    The  size  given  is 

that  f ed  to  the  daasifler. 


10^ 

8 

84.6 

84.5 

84.6 

99.6 

89.5 

98.5 

8-4 

4 

80 

81 

88.8 

94 

16 

17.8 

4^ 

80 

88.75 

98.5 

88.7 

94 

19 

17.8 

9-1 

19 

80 

98 

80.8 

94 

14 

17.4 

1-0 

9 

80 

97 

88.6 

81.6 

10 

18.8 

lom  jiies  which  are  used  in  the  Lake  Superior  and  some  of  the  Montana  mills, 
as  all  have  practically  the  same  dimensions  and^  therefore,  would  unduly  affect 
the  averages  in  the  summary. 

As  is  shown  in  §  454^  the  wider  the  sieve  the  greater  its  capacity  and  it  would, 
therefore,  seem  advisable  to  make  all  jigs  as  wide  as  possible  as  long  as  no  diffi- 
culties of  construction  in  consequence  are  encountered.  The  summary,  however, 
shows  that  there  is  a  regular  decrease  in  width  from  coarse  to  fine.  The  reason 
for  this  is  that  the  finer  the  grains  the  more  necessary  it  is  that  pulsion  be  dis- 
tributed evenly  over  the  whole  width  of  the  sieve,  a  thing  which  offers  less  diffi- 
culty the  narrower  the  sieve.  It  is  true  that  this  difficulty  may  be  at  least 
partially  overcome  by  increasing  the  depth  of  the  longitudinal  partition,  but 
this  soon  reaches  a  limit,  owing  to  the  increased  height  of  the  jig  demanded. 

The  jigs  of  the  blende  mills  of  Southwest  Missouri  are  noteworthy  as  being 
even  larger  than  any  shown  in  the  tables.  Among  them,  the  Henry  Faust  type 
has  sieves  30  inches  wide  and  42  inches  long,  while  the  Cooley  type  has  sieves 
36  inches  wide  and  48  inches  long.  They  are  treating  coarse  material  and  are 
reported  to  do  excellent  work,  which  is  obtained  by  very  deep  hutches  and  deep 
longitudinal  partitions. 

The  limit  of  width  given  by  Rittinger  is  18  inches  for  a  side  plunger  jig, 
except  where  graded  partitions  are  used  below  the  sieves.    Kunhardt  limits  the 
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widths  of  side  plunger  jigs  to  550  mm.  (22  inches)  ^  for  coarse,  and  450  mm. 
(18  inches),  for  fine  jigging. 

Although  it  is  true  that  an  average  of  all  the  jigs  in  the  mills  shows  a  de- 
crease in  width  from  coarse  to  fine,  it  is  not  true  that  this  decrease  occurs  in 
each  individual  mill.  In  some  it  does,  but  others  have  a  uniform  width  through- 
out, while  still  others  are  irregular.  As  shown  in  Table  288,  out  of  34  mills  there 
are  14  mills  that  decrease,  but  there  are  20  mills  (of  which,  7  use  CoUom  jigs), 
that  prefer  to  have  uniformity  throughout  the  mill. 

TABLE  288. — SHOWING  THB  PRAOTIOE  IN  THE  MILLS  IN  REGARD  TO  THE  VARIA- 
TION OP  WIDTH  WITH  VARIATION  OF  SIZE  OF  GRAIN. 

Narrower  Jin  uaed  od  finer  Bisee-MUls  No.  9, 15. 16, 17, 88. 8S,  9S.  97, 81,  82, 8i,  4a,  88,  »-14  mffla. 

Uniform  width  througfaout-Mills  Na  10, 18(a),  14, 18, 80, 88, «,  98, 88, 8S,  88, 40, 48(a),  44  (a),  46(aX  «(aX  ^(fi^k 

48  (a),  8B|  88— w  mUlff. 
Irregular  widtfi-IIflle  No.  81,  84,  80,  87, 88, 88, 41,  87-8  milhL 

(a)  These  are  Collom  jigs. 

§449.  Length  of  Sieves. — ^In  regard  to  the  lengths  of  the  sieves  as  given 
in  the  summary  in  Table  287,  there  is  a  decrease  from  coarse  to  fine.  This  is 
not,  as  in  the  case  of  width,  due  to  diflSculty  of  getting  even  distribution  of 
pulsion.  It  may  be  to  keep  the  proportion  of  length  to  width  constant,  and  to 
do  this  as  the  width  is  diminished  the  length  must  be  also. 

There  are  two  reasons  for  limiting  the  length  of  a  single  sieve,  that  is,  for 
using  two  or  more  short  sieves  in  place  of  one  long  one,  which  are  of  as  much 
importance  for  coarse  as  for  fine  grains.  First,  ^e  change  in  the  whole  bed, 
due  to  the  separation  of  a  part  of  the  concentrates,  calls  for  changed  conditions 
of  pulsion,  suction  and  hydraulic  water.  This  is  done  by  ending  up  the  sieve 
and  passing  the  material  over  the  tail  board  to  a  new  sieve.  A  further  reason 
for  limit  of  length  is  in  the  crawling  forward  of  the  bottom  bed.  When  it  is 
of  medium  weight,  it  is  always  thinner  at  the  head  of  the  sieve  and  thicker  at 
the  tail,  tending  to  waste  ore  over  the  tail.  A  shorter  sieve  will  have  less  diflS- 
culty in  this  way  than  a  longer  sieve.  A  series  of  sieves  will  give  a  chance  for 
collecting,  later,  the  ore  grains  which  chanced  to  go  over  the  tails  of  the  earlio 
sieves. 

The  eflTect  of  length  on  capacity  is  to  increase  it  within  certain  limits,  as  will 
be  discussed  later  under  that  head  (see  §  454). 

The  practice  in  regard  to  variation  of  the  length  with  the  variation  of  size  of 
grain  in  the  individual  mills,  is  shown  in  Table  289.  Thus,  from  Table  289, 
it  appears  that  in  forty-two  mills,  eighteen,  of  which  6  use  Collom  jigs,  have 

TABLE  289. — showing  THE  PRACTICE  IN  THE  HILLS  IN  REGARD  TO  THE  VABIA- 
TION  OF  THB  LENGTH  WITH  THE  VARIATION  OF  SIZE  OP  GRAIN. 

Lengths  uniform  througrhout-MUls  No.  9, 10, 14, 18,  80, 89,  88,  8S,  86,  40,  48 (aX  4A{a\  46(aX  48(a),  47(aX 

48  (aX  85,  88-18  i^ls.  _ 

Shorter  Jii^  used  on  finer  siaes-lfiUs  NoM8  (aX  1^  88, 85, 96, 87,  96,  81, 84, 48, 8»-ll  mllhL 
Irragular-MiUe  No.  16, 17, 81, 98, 84,  80, 88, 87, 88,  80,  41, 87, 88-18  Mills. 

(a)  These  are  mlUs  with  Oollom  jigs. 

uniform  length  for  all  their  sieves;  eleven,  of  which  1  uses  Collom  jigs,  use 
shorter  sieves  for  fine  than  for  coarse  stuff;  and  thirteen  are  irregular  in  this 
matter. 

Rittinger  limits  the  length  of  jig  sieves  at  36  inches  for  coarse  stuff  and  24 
inches  for  fine.  Kunhardt  gives  900  mm.  (36  inches)  for  coarse  and  700  mm. 
(28  inches)  for  fine.  The  maximum  length  found  by  the  author  was  48  inches 
on  coarse  jigs. 

§  460.  Number  of  Strokes. — In  general,  the  greater  the  number  of  strokes, 
the  greater  will  be  the  capacity  of  the  jig,  but  a  certain  time  is  needed  for  de- 
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veloping  the  full  efEect  of  the  stroke,  and  this  limits  the  speed.  The  time 
needed  is  less  for  a  short  stroke  than  for  a  long  one  and,  consequently,  the  jigs 
with  short  strokes  use  a  larger  number  of  strokes  per  minute.  In  fact  the  speed 
may  be  said  to  depend  upon  the  length  of  the  stroke,  and  the  considerations 
which  affect  the  latter  indirectly  affect  the  former.  For  a  further  analysis  of 
the  stroke,  see  §  478. 

Referring  to  Table  283,  practice  seems  to  divide  the  mills  into  three  groups. 
First,  those  which  increase  the  speed  rate  from  the  coarse  jigs  toward  the  fine, 
but  have  moderate  speed  throughout.  There  are  twenty-four  of  these,  includ- 
ing Mills  9,  10,  15,  16,  17,  24,  25,  27,  28,  30,  31,  32,  33,  34,  35,  38,  39, 
40,  41,  43,  86,  87,  88  and  92.  Second,  those  which  increase  speed  toward  the 
fine  jigs,  but  use  high  speed  throughout;  there  are  three  mills  in  this  group  (20, 
26  and  29).  Third,  those  which  use  practically  a  uniform  speed  throughout; 
there  are  nine  mills  in  this  group  (13,  14,  18,  21,  22,  44,  46,  47,  48).  It  will 
be  seen  that  by  far  the  larger  number  of  mills  belong  to  the  first  class,  which 
agrees  with  European  practice,  as  shown  in  Table  291,  and  also  with  the  prin- 
ciples laid  down  at  the  beginning  of  this  section.  Two  out  of  the  three  in  the 
second  class  use  lead  shot  on  the  sieves.  Five  out  of  the  nine  in  the  third  class 
use  Collom  jigs.  The  Anchor  mill  at  Park  City,  Utah,  formerly  used  400  pul- 
sions per  minute  of  f  inch  each  on  the  4-mesh  sand,  and  544  of  \  inch  each  on 
the  finest  sizes.     These  are  the  fastest  speeds  found  by  the  author. 

It  is  customary  to  decide  upon  the  speed  of  a  jig  when  the  mill  is  designed. 
It  is  important,  therefore,  to  decide  upon  the  best  rate  of  pulsations.  Table 
290  gives  a  summary  taken  from  Table  283,  showing  the  average  number  of  pul- 
sations per  minute  as  well  as  the  ranges  for  the  different  sizes  ranging  from 
coarse  to  fine  for  all  except  the  Collom  jigs.  The  averages  appear  to  the  author 
to  be  well  suited  for  adoption. 

Table  291  has  been  prepared  to  show  the  foreign  practice  as  recommended  by 
authorities  or  found  in  the  mills.  It  shows  that  in  the  majority  of  cases  the 
rates  are  below  the  average  rates  found  by  the  author,  especially  on  the  finer  jigs. 

The  speeds  used  in  the  Collom  jigs  are  given  in  Table  292.  The  pulsions  of 
the  Collom  jig  are  slower  than  those  of  the  others,  because  the  mechanism  re- 
quires longer  time  to  get  through  its  cycle  of  action.  There  is  no  range  of 
speeds  in  the  individual  mills,  probably  because  there  is  not  sufficient  range  of 

TABLB  290. — SUMMARY  OF  THE  NUMBER  OF  STROKES  OF  JIOS  FROM  TABLE  283, 
FOR  DIFFERENT  SIZES  OF  FEED  ON  ALL  EXOEFT  COLLOM  JIQ8. 


liazimum  grain 
oC  feed  Uee  be- 

Number of  Jigs 

Number  of  Strokes  per  Minute.    | 

tween  thM0 
Diameters. 

CkNislderad. 

Lowest 

Highest 

ATerage. 

Jigs  in  which  the  maximum  slse  fed  to  known.                      | 

Mm. 

«4-» 

9 

85 

175 

189 

8S-16 

IS 

100 

175 

181 

16-« 

88 

80 

850 

144 

8-4 

80 

115 

868 

178 

€-% 

81 

180 

850 

885 

«-l 

14 

185 

400 

850 

1-0 

8 

810 

884 

881 

Jlffs  in  which  the  maximum  size  fed  to  unknown,  being  fed  by  later 
spigots  of  claasiflers.    The  siie  given  to  that  fed  to  the  classifler. 

1(^ 

8 

180 

180 

147 

8-i 

4 

180 

210 

197 

4^ 

86 

140 

400 

887 

S-1 

18 

141 

815 

818 

1-0 

8 

850 

400 

885 
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sizes,  but  by  comparing  Mill  13  with  the  others  it  is  clear  that  the  Collom  jigs 
in  that  mill  must  be  ran  slowly  because  they  treat  coarse  material. 

§  451.  Length  op  Stbokb,  ob  the  Amount  op  Thbow. — ^The  throw  is  ad- 
justed according  to  some  arbitrary  rule  when  the  jigs  are  set  up.  The  man- 
ager varies  the  throw  from  time  to  time  until  the  jigs  are  doing  their  best  work. 

table  291. — LENGTH  AND  NUMBEB  OP  STBOKES  USED  IN  POBEIGN  PBACTICE. 


Autliority. 


UnkenlMclii* 


Kunhardt".. 
CommaDs"*. . 


OUrk**  (PnllMwn,  I 
1880). 1 

Benry*'  (PnlbnumM 
1871) "j 

BMido]ph*«  (Caaua-  j 
thai). 1 


Siseot 
Grain 
Ped. 


Mm. 

6-8 
80-80 
18-8 

5-8 

1-0.86 
18-8 

'»^ 

9 

88-16 

»-« 

8-0 

17.8S-4.88 

1.0-0 


Number 
ofBtrokea 


BfSiut 


lute. 


80-190 
110-190 
110-190 

180 

160-180 

75 

186 
100-110 
110-190 
150-900 

140 
160-190 

190 

160 

900 
100-190 
190-180 


Length 
of  Stroke. 


Mm. 
88-90 

75 

60 

86 

90-19 
186 

10(M0 
60-40 
16-10 

66 
9.6-8 

69 

40 
6.6^.4 

80 

19 


Authority. 


Vesin  (a)  (Mechemlch)  ] 
Lidner**  (Sala) | 


B16mekeM(5) 

B10meke«i  (Untorf) . 
Koch«»     (Gotte«KabeJ 

MiU) 777:.. .r 

Koch**  (Hammer- 
waaeheMIU) 


Mouchet'*    (VaucronJ 
Mill) 1 


Size  of 
Grain 
Ped. 


Number 
ofStrokes 

M^te 


Mm. 
14 

1.95 

4 

15-11 

4-A 

80-96 

11-8 


6.6 

9.8-9 

1-0 


ofStroka 


80 

940 

IfO 

950 

1604100 

80 

106 

100 

66 

96 

980 

110 

180-900 

90O-8B0 

190 

190 

900-4U0 


51 

0 

84-80 


186 

88 

9 

90 

50 

8 

SB 

18-8 

•-^ 

15 
6-10 


(a)  PriTate  oommunioation.    (6)  Lohmannsfeld  mill. 
TABLE  292. — NUMBEB  OP  THB0W8  ON  COLLOM  JIGS. 


Mm  No. 

SiM  of  Grains  Ptod. 

Throws  per  Minute 

forboChCkMUW 

and  Pine. 

CkMmst  Jig. 

PinestJIg. 

IS 

Mm. 

19.1  to  19.7 

8to0(lst8piffot) 

4.76  too  (1st  K^got.) 

Mm. 
6.85  too 

84 

146 

184  to  195 

35 

44,46.47.48.... 

It  is  not  nsnal  to  make  any  further  change  after  the  conditions  of  best  work 
have  been  once  established^  unless  a  radical  change  is  made  in  the  work  of  the 

Jig- 
Considerations  which  affect  the  amount  of  throw  are  as  follows: 

(1)  The  coarser  the  grains,  the  greater  must  be  the  throw,  because  coarse 
grains  settle  faster  than  fine  grains  and  require  a  higher  Telocity  of  current  and 
a  greater  quantity  of  water  to  lift  them. 

(2)  The  heavier  the  grains^  the  greater  the  stroke  should  be  for  the  same 
reason  as  in  the  last  case. 

(3)  A  deeper  bottom  bed  or  higher  tail  board  on  the  jig  will  generally  call 
for  a  longer  stroke,  because  there  is  more  resistance  to  be  overcome. 

(4)  If  the  amount  of  clearance  space  around  the  plunger  is  large,  a  longer 
stroke  will  be  needed  than  if  it  is  small,  to  make  up  for  the  leak. 

(5)  A  plunger  that  is  smaller  than  the  sieve  will  require  its  stroke  lengthened 
in  proportion  to  the  diminution ;  half  the  size  will  require  twice  the  stroke. 

(6)  If  there  is  any  constriction  in  the  water  passage  between  the  plunger  and 
the  sieve,  as  in  the  Collom  jig,  a  longer  stroke  will  be  required  to  overcome  the 
resistance. 

(7)  We  may  say  in  a  general  way  the  less  hydraulic  water  used,  the  longer 
must  be  the  stroke,  but  since  hydraulic  water  contributes  to  pulsion  and  gub- 
tracts  from  suction,  while  increased  stroke  contributes  to  both  pulsion  and  suc- 
tion, it  follows  that  increasing  the  hydraulic  water  is  not  equivalent  to  increas- 
ing the  stroke. 
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(8)  Although  in  §450^  it  has  been  demonstrated  that  the  number  of  strokes 
depends  on  the  length  of  the  stroke,  practically  in  concentrating,  the  number  of 
strokes  is  settled  in  the  design  of  the  mill  and  the  mill  man  suits  the  length  of 
stroke  to  the  work  he  has  to  do.  It  would  seem,  therefore,  that  the  two  are 
inter-dependent  one  on  the  other  within  certain  limits.     This  has  been  shown 

mathematically    by    Rittinger,    who   has    derived    the    formula  — — — =F^ 

as  applying  to  a  setzpumpe  where  the  plunger  is  the  same  ^ize  as  the  sieve  and 
has  no  clearance.  In  this,  n  is  the  number  of  strokes  per  minute;  £f^is  the 
length  of  stroke  in  inches,  that  is,  twice  the  radius  of  the  plunger  arm ;  and  V 
is  the  velocity  of  water  in  inches  per  second  required  to  hold  the  whole  bed  in 
suspension,  whatever  that  may  be,  but  is  a  constant  on  any  given  jig  fed  with  a 
given  size  of  feed.  It  is  clear  from  the  equation  that  as  n  increases,  H  must  de- 
crease, and  vice  versa^  in  order  to  give  the  constant  value  of  V  desired.  This 
formula  might  be  made  applicable  to  modern  jigs  by  introducing  an  individual 
coefficient  for  every  jig,  which  should  correct  for  plunger  clearance  and  any  dif- 
ference between  the  area  of  the  plunger  and  sieve. 

§  462.  It  is  agreed  by  all  that  the  mill  man  must  judge  of  the  condition  of 
his  jig  by  the  appearance  and  feeling  of  its  whole  bed,  and  must  vary  hydraulic 
water  or  throw  of  the  plunger  or  some  other  adjustment,  until  he  gets  it  right. 
The  whole  bed  must  bie  loose  and  soft  during  pulsion,  so  that  the  fingers  will 
settle  into  it  without  any  effort  as  into  quicksand,  and  when  the  tips  of  the 
fingers  have  reached  the  sieve  a  decided  suction  will  l3e  felt  on  the  return  strokes. 
The  particles  in  the  top  layer  must  be  lifted  during  pulsion  and  yet  the  pulsion 
must  not  be  so  strong  as  to  cause  boiling  or  the  breaking  through  of  large  water 
currents  in  spots,  nor  the  suction  so  strong  as  to  cause  hardened  banks  which 
the  pulsion  finds  difficulty  in  softening.  There  is  far  more  danger  of  these 
adverse  conditions  in  fine  jigging  than  in  coarse.  Where  the  jig  is  run  with  a 
bottom  bed  which  is  put  on,  then  in  order  to  get  the  best  action  of  i  suction  the 
bottom  bed  should  be  lifted  during  pulsion.  •     • 

In  this  connection  it  may  be  said  in  the  words  of  Mr.  Carkeek,  ''If  the  comers 
and  edges  of  the  whole  bed  are  right,  the  middle  will  take  car0  t)f  itselfi'*      , 

The  amount  of  throw  in  the  mills  visited  by  the  author  is  givcn^  in  Table 
283.  Foreign  practice  is  shown  in  Table  291.  To  help  the  mill  miai  to  judge 
tile  amount  of  throw  required  by  the  different  sizes  of  feed,  computations  have 

TABLE    293. — SIJMMABT   OP   THE   LENGTH    OF   STROKE    OP   JIGS    COMPUTED    PBOH 

TABLE    283. 


The  Hazimum 

Grain  of  Feed  Lies 

between  these 

Diameters. 


Number  of 
Jigs  Consid- 
ered. (l8t 
sieve  only.) 


Diameter  of  Maximum  Grain 
in  Feed. 


Hiffbest.    Lowest.    Averafi^e 


Length  of  Stroke  on  First 
Sieve. 


Highest    Lowest.  Average 


Ratio  of  Aver^ 

age  Stroke  to 

Average  Siae 

of  GFrain* 

i_ 


Jigs  in  which  the  maximum  sise  fed  is  known. 


Mm. 

Mm. 

Mm. 

Mm. 

Mm. 

Mm. 

Mm. 

Mto88 

5 

54.0 

88.1 

41.67 

101.6 

88.1 

67.94 

1.68 

astoiA 

11 

86.4 

18.0 

«t.B6 

89.1 

95.4 

49.96 

9.88 

l«to  8 

88 

10.0 

8.8 

11.75 

69.8 

12.7 

86.48 

8.10 

8to  4 

96 

8.0 

4.4 

6.81 

48.4 

9.6 

98.47 

4.05 

4to  2 

88 

4.0 

8.1 

8.06 

41.8 

1.59 

14.84 

4.78 

2to  1 

18 

8.0 

1.89 

1.71 

19.1 

8.97 

18.27 

7.18 

Ito  0 

3 

0.91 

0.64 

0.78 

6.85 

8.97 

4.78 

6.68 

Jigs  in  which  the  maximnm  size  fed  is  unknown,  being  fed  by  later  spigots  of  classiflerB.    The  size  given  is 

that  fed  to  the  dassifler. 


16  to  8 

8 

11.1 

11.1 

11.10 

88.1 

19.1 

2r.51 

2.48 

8to4 

8 

4.5 

4.6 

4.60 

86.4 

15.9 

80.12 

4.47 

4to8 

88 

4.00 

2.8 

2.91 

88.1 

0.79 

10.15 

8.49 

Stol 

19 

2.0O 

1.88 

1.89 

12.7 

8.17 

7.41 

3.98 

ItoO 

8 

0.91 

0.64 

0.77 

6.86 

1.59 

8.97 

5.16 
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been  made  showing  the  relation  of  the  throw  to  the  size  of  feed  as  found  in  the 
mills.     The  results  of  computations  are  given  in  Table  293.    In  preparing  this 

TABLE  294. — CAPACITY,  HYDRAULIC   WATER  AND  POWER  FOR  JIGS  IN  AMERICAN 

MILLS. 


9i 

» 
? 

5 

Siieof 
Feed. 

CapiMJIty 

Net  Area 
of  each 
Slere. 

Capacity 
94ioan. 

Bjdraultc 
Water  per 
94  Hours. 

HjdnuiUc 
Water  per 

Square 
Foot  per 

Minute. 

Water 

Used 

per  Ton 

otOre.. 

Horae 

Required 
Perj%. 

10 
14 

1 
1 
9 
1 
9 
8 
4 
6 
6 
7 
1 
9 
8 
4 
6 
6 
1 
8 
8 
1 
9 
8 
4 
5 
6 
1 
8 
1 
8 
8 
4 
8 
4 
7 
8 
0 
10 

11 

1 
1 

9 
8 
4 

1 
9 
8 
4 

5 
6 
7 
8 

5 
9 
9 
9 

4 
4 
4 
4 
4 
8 
8 
4 
4 
4 
4 
9 
9 
8 
8 
8 
8 
8 
8 
8 
8 
1 
1 
8 
9 
9 
4 
4 
4 
4 
4 
4 
4 
4 

1 

9 
9 
9 

8 
9 

9 
9 

8 
8 
8 
8 

Mm. 

19.7-0 

99.»-0.5 

0.5-0 

10-7 

7-5 

54l^^^9 

9-0 

9-0 

»-0 
4.60^8.48 
8.48-1.98 
1.89-4) 
1.99-0 
0.64-0 
0.64-0 

6-0 

Tods. 

(a)  100-190 

90 

68 

6.000 
6.656 

5.656 
8.549 
8.548 
8.648 
8.408 
8.408 
8.408 
8.111 
9.507 
9.507 
9.507 
9.507 
9.868 
4.081 
6.658 
8.687 
8.687 
8.778 
8.778 
8.7TB 
8.888 
8.888 
8.888 
4.950 
4.950 
4.500 
8.778 
8.778 
8.778 
8.778 
8.778 
8.778 
8.778 
8.778 
8.778 
8.778 
7.000 
5.104 
5.104 
5.104 
5.104 

5.104 
5.104 
5.104 
5.104 

5.104 
5.104 
5.104 
5.104 

Tons. 

8.00-0.60 

2.61 

6.99 

aallons. 
(a)40a000 

Gallons. 
98.999 

Tons. 
16.90 

(ft)4 

17 

98,549 

10,779 
10,779 
88,548 
88,549 
98,549 
93,549 
40,000 
40,000 
86,000 
80,000 

9.119 
0.898 
0.588 
1.090 
1.000 
1.097 
1.608 
3.565 
8.674 
8.840 
9.005 

(c) 

' 

SI 

19 
10 
8 

1 

8 

10 

6 

6 

15 

15-90 

19-15 

10-19 

10-19 

10-19 

18 

18 

l3 

1.54 

0.06 

0.77 

0.77 

0.84 

0.00 

0.88 

0.46 

0.56 

1.88 
1.88-1.76 
1.06-1.89 
1.00-1.90 
1.00-1.90 
1.50-1.80 

4.94 

4.94 

1.80 

9.14 

9.14 

0.74 

0.74 

0.74 

0.74 

0.74 

0.74 

0.74 

0.74 

1.48 

1.08 

1.16 

0.77 

0.48 

..«  j 

o.»   { 

0.58     ] 
0.16    i 

•■-) 

0.15    ■< 
0.96    -j 

18.00 
16.68 
18.94 
15.64 

9 

1 

I 

« 

95,000 

10,500 

18,000 
75,000-100,000 
60,000-75,000 
50,000-00,000 
40,00^^000 
80,000-60,000 
80,000-40,000 

1.586 
0.668 
0.887 
4.S86-6.197 
8.676-4.505 
8.064-8.076 
8.77»-8.479 
9.068-4.479 
8.195^.167 

lO.tt 
8.76 
9.u8 
94.88 
16.08 
16.09 
17.06 
15.16 
18.97 

96 

98 

8-0 

5.7-4.6 

8.6-8.1 

9.1-1.5 

1.5-C.Ol 

0.01-0 

0.01-4) 

40-95 

95-16 

Over  18 

18-15 

15-0 

0-4 

6-4 

4-0 

4-0 

4-0 
9..V0 
8.5-0 
9.5-0 
95.4-11.1 
4.76-0 
4.76-0 
4.76-0 
4.76-0 

4.76-0 
4.76-0 
4.76-0 
4.76-0 

S.80-0 
1.78-0 
1.80-0 
1.17-4) 

M 
U 
U 
M 

1 

(d)I 

SI 

lit 

lU 

11^ 
11^ 

48 
44 

10** 

90 

19 

8 

6 

90 
16 
10 
6 

9.5 
8.4 
9.875 
4.0 



48 

(6)89,000 
88,000 

98,588 

(e)  16,687 
16,687 

(«)  15,109 
15,108 

(«)  15,008 

'?;gj 

5,804 

(«)11,700 

10,444 

7,696 
(0  8.630 

0,881 

6,800 

4.879 

(6)8.147 

8.147 

9.931 

9.081 

(6)9.019 
1.408 
0.081 

(6)1.780 
1.610 
0.T76 

(6)1.678 
1.886 
1.089 

(6)1.154 
1.946 
0.849 

[  18.84 

19.97 

\    8.98 

\  81.11 

.  64.08 
•  87.88 

.  96.98 

(a)  These  are  for  10  hours  foscead  of  24. 


(6)  The  other  Ji(?  of  this  mill  also  uses  5  horse  power,  (e)  Tb»  three 
"Off "  ■      ""      ■" 


jifTS  of  M11116  use  %  horse  power  each,    {d)  All  the  Jig«  of  this  mill  use  1  horse  posrer  each,    (s)  In  this  mill 
the  quantities  are  fo^en  for  the  separate  sieves  of  each  ]' 


table  from  Table  283,  only  the  first  sieves  of  the  jigs  were  considered,  and  such 
jigs  as  had  the  area  of  the  plunger  much  less  than  that  of  the  sieve,  were  omitted. 
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The  first  column  simply  serves  to  throw  the  jigs  into  classes.  The  second 
column  states  the  number  of  sieves  that  were  considered  in  each  class.  The 
third,  fourth  and  fifth  columns  give  respectively  the  highest,  the  lowest  and  the 
average  maximum  grain  fed  to  any  of  those  jigs.  The  sixth,  seventh  and  eighth 
columns  give  respectively  the  highest,  the  lowest  and  the  average  length  of  stroke 

TABLB  295. — CAPACITY,  HYDRAULIC   WATER  AND  POWER  FOR  JIGS,  AS  OBTAINED 

FROM  VARIOUS  AUTHORITIES. 


ItnicrADttuirttj. 

Site  of 
Feed. 

Capncrty 
Houre. 

Net 

Area 

of  Each 

Sieve. 

p<?r  Squftre 
Foot  jM-r 
84  Hours. 

TTydranUc 
Wat4?r  per 

Hydmulic 

wWrper 

SqUatTi 

FtR>tper 

per  Ton 
*jf  Ore. 

Hono 

RittlDfer  .  * 

I 
s 

8 
4 

S 
S 

8 
8 
3 
8 
4 

8 

4 
4 
4 
4 
4 
4 
4 
4 

4 

4 
4 
4 
4 
4 
4 

5 

6 

8 

8 
8 
8 
8 
8 
8 
8 

8 

4 
1 
1 

Hm. 
4-1.4 

1-0.  as 

^m 

90-18 

8-lH 

BelowS 

80-85 

85-80 

ao-16 

15-11 
11-8 
8-5 

18-S 

8-5 
6-9 

i 

4 

8 

45-95 

80-90 
20-18 
18-8 

8-5 

6-8 

8-9 

»-l« 

8 

84-8 
99-16 
16-19 
19-9 

0-« 

6-4 

6^ 

4-9 

9-0 

8-0 

TbllB. 

IB.O 

4ft^.4 

1B.1^« 
88.4 

94-M 

19-16 
6-19 

15.8 

14.5 
18.9 
18.9 
10.6 

9.9 

7.9 

6.6 

4.0 

18.9 

6.6-10.6 
6.6-7.9 

5.8 

7.9 

6.8 
8.9-4.0 

11.0 

6.6 

44.4 

88.4 
89.0 
97.6 
94.0 
91.1 
19.9 
19.0 

66.1 

7.9-9.8 
94  cu.  m. 
94cu.  m. 

89.6 

85.6 

99.0 

99.0 

99.4 
7.99-11.9 
7.99-11.9 

8.8 

3.8 

8q.  Ft. 
6.00 
8.88 
8.88 
4.16 
8.45 
8.45 
8.45 
4.28 
8.50 

Tons. 

Galloni. 
54,079 
68,888 
45  688 
87,991 

Gallons. 

7.51 

4.08 

9.78 

1.50 

4.88 
9.18-9.71 

Tons. 

Unkenbacb 

Ditto. -^,. 

8.40 

1.68 

0.79 
6.96-19.69 
4.17-6.96 
9.78-8.48 

9.99 

1.81 

7.90 
10.00 
18.98 
9.91 
9.81 

v*^ 

Ditto  *     p^.«T,...H.4.^ 

0.9 

Kiifilmrflt      . . 

Ditto... ,..,... 

Ijltto    .  ."-. 

54,790-64,800 
48,900-54,000 
48,900-«7,600 
48,900-67,600 

9.96-8.60 
9.86-8.57 

6.49 
10.66 

7.00 
15.01 

}^ 

Ditto *..***... 

i« 

TMt±A 

"jyiXJi/Q                                     

J 

Kocb(aotte8gabe( 

69,894 

44,900 
49,259 
80,618 
84,886 
84,886 
84,.186 
84,886 
81,604 

84,886 

81,694-84.886 
81,004 
81,604 
81,094 
91,180 
18,906 

(P7,060 

88,08^47,548 

18.94 

19.91 
18.86 
19  51 
18.51 
16.56 
18.19 
91.60 
88.04 

10.85 

16.76 
18.87 
94.96 
16.78 
16.69 
15.49 

19.99 

97.06 

mfll) \ 

Dl(^ 

x^x^         

Ditto 

Ditto       

Ditto 

Ditto       

Ditto 

Ditto           

Koch  (Hammer-^ 

waachemill) f 

Ditto 

Ditto 

Ditto 

Ditto 

TMtto                

Ditto       

BKtmeke  (Diepen-I 

HDchenniill) ( 

Ditto 

(c) 

0.60 
0.98 

1.66 
1.11-1.89 

Gates' Catalogue) 

No.  6 ] 

Ditto      

m 

IK 

Ditto 

1] 

Ditto 

u 

Ditto      

y\ 

Ditto 

Ditto           

5 

Ditto 

r* 

B16meke(BreiDi.) 

D^!-?!^!":"hv.::/. 

4.98 

9.17 
8.87 
6.97 

7.81 
0.91-1.07 

64,688-86,176 

6.81-7.04 

4.76 

Fpiraris  (Monteponi) 
Ditto 

Henry  (Pnlbram). . . . 
Ditto 

11,796 
11,796 
11,796 
11,726 
8,667 
84,868 
84,868 
84.868 
84,868 

i.98 

1.88 

1.69 

1.69 

1.50 

14.67 

14.67 

44.06 

44.06 

1 

1 

Ditto 

1 

Ditto 

1 

Ditto 

1 

Ditto 

1 

Ditto 

I 

Ditto 

1 

Ditto 

\\\. 

1 

(a)  1,900  to  1,090  cubic  feet    (&)  Third  spigot  of  pointed  boxes,    (c)  This  varies  in  this  jig,  being  9.06,  8.06^ 
4.66, 4.65  and  9.64  square  feet  respectively  for  the  five  sieves. 

on  the  jigs  of  each  class.  The  ninth  gives  the  ratio  of  the  average  throw  to  the 
average  fiameter.  In  the  upper  part  of  the  table,  the  last  column  shows  that  for 
the  largest  sizes  the  throw  can  be  only  a  little  more  (1.6  times)  than  the  diame- 
ter of  Sie  grain,  but  that  for  the  fine  sizes  it  has  to  be  much  larger  (6.5  times). 
The  intermediate  sizes  are  graded  from  the  smaller  toward  the  larger.    The 
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lower  part  of  the  table  shows  the  same  thing,  but  the  ratios  are  of  less  weight 
since  the  jigs  considered  are  those  treating  later  spigots  of  the  classifier,  and 
the  ratios  are  based  on  the  maximum  sizes  fed  to  the  classifier  and  not  on  those 
fed  to  the  jigs. 

Foreign  practice  regarding  the  length  of  stroke,  as  shown  in  Table  291, 
appears  in  every  case  to  fall  within  the  ranges  given  by  the  author  for  American 
mills.    The  averages  seem,  however,  to  be  a  little  higher,  especially  on  coarse 

jigs. 

In  regard  to  the  amount  of  throw  used  on  the  several  sieves  of  a  multi-sieve 
jig,  the  majority  of  the  mills  gradually  diminish  the  throw  on  the  later  sicTes, 
owing  to  the  lighter  bottom  bed.  For  these  amounts  the  reader  is  referred  to 
Table  283. 

The  smallest  throw  recorded  by  the  author  is  -^  inch  on  the  last  two  sieyes  of 
the  No.  5  jig  in  Mill  29.  It  should  be  noted  that  this  mill  has  a  very  small 
stroke  throughout  and  the  number  of  strokes  is  among  the  highest. 

One  would  naturally  expect  that  the  amount  of  throw  on  the  Collom  jigs 
would  be  large,  owing  to  the  small  size  of  the  plunger  as  compared  to  the  sieve 
and  to  the  constriction  in  the  passage  between  them.  The  table  shows  ttiis  not 
to  be  true,  however,  as  these  three  factors  appear  to  be  offset  by  the  low  heig^ht 
of  the  tailboard  and  the  high  velocity  of  the  stroke,  and  in  somer  cases  by  the 
larger  quantity  of  hydraulic  water,  so  that  their  throw  is  not  above  the  average. 

§  463.  Hydraulic  Wateb  Quantity. — In  general,  jigs  treating  coarse  stuff 
require  more  water  than  those  treating  fine  stuff,  because  larger  grains  settle 
faster  and  because  water  can  pass  up  in  a  small  number  of  large  interstices 
with  much  less  friction  than  in  a  large  number  of  small  interstices,  even  thoujg^ 
the  total  sectional  area  may  be  the  same  in  both  cases,  and  because  larger  cus- 
charge  orifices  are  required  above  and  below. 

The  variation  in  the  quantity  of  hydraulic  water  is  more  used  for  regulating 
the  jigging  work  from  hour  to  hour  than  any  of  the  other  three  frequently  used 
adjustments,  viz.:  rate  of  concentrates  discharge,  thickness  of  bottom  bed  and 
in  some  cases  the  rate  of  feed. 

Some  of  the  considerations  which  affect  the  work  are  as  follows:  Increase 
of  water  decreases  suction  and  lessens  the  hutch  product ;  decrease  of  water  in- 
creases suction  and  with  it  the  amount  of  hutch  product.  Again,  increase  of 
water  increases  pulsion,  while  decrease  diminishes  it.  When  sized  products 
are  jigged,  the  less  the  suction  the  better ;  hence  a  larger  quantity  of  hydraulic 
water,  if  it  can  be  afforded,  will  make  the  jig  work  quicker  and  better.  When 
sorted  products  are  jigged,  much  suction  is  desirable;  hence,  hydraulic  water 
will  naturally  be  diminished.  When  first  spigot  products  or  natural  products 
containing  mixed  sizes  and  gravities  are  jigged,  a  conflict  of  interests  occurs. 
The  presence  of  large  grains  of  heavy  mineral  makes  for  little  suction  and  much 
hydraulic  water,  while  the  presence  of  fine  ore  makes  for  much  suction  to  draw 
it  down  into  the  hutch.  A  usual  compromise  seems  to  be  to  use  rather  a  large 
throw  to  the  plunger  to  get  the  suction,  and  rather  a  large  quantity  of  hydraulic 
water  to  soften  up  the  whole  bed  and  favor  the  settling  of  the  large  grains.  In 
other  words,  to  pay  more  attention  to  the  fines  than  to  the  coarse  because  of  the 
two  the  coarse  grains  can  best  take  care  of  themselves.  Probably  the  best  plan 
of  all  is  to  use  a  sieve  and  added  bottom  bed  so  coarse  that  the  whole  concen- 
trates shall  go  into  the  hutch  and  then  run  the  jig  with  diminished  hydraulic 
water  and  strong  suction. 

In  regard  to  the  water  quantities  to  be  used,  exact  rules  cannot  be  given,  be- 
cause the  quantity  of  water  will  depend  upon  the  area  of  the  sieve,  the  number 
of  sieves,  the  quantity  and  quality  of  the  ore  fed,  the  number  and  length  of  the 
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strokes  and  the  height  of  the  tailboard.  The  final  regulation  must  be  according 
to  the  appearance  and  feeling  of  the  whole  bed  as  previously  described  under 
length  of  stroke.  However,  to  give  a  general  idea,  the  quantities  used  by  some 
of  the  jigs  in  the  mills  are  shown  in  Table  294,  and  data  from  the  literature  in 
Table.  295,  and  to  better  serve  for  comparison,  the  amounts  have  been  reduced 
to  gallons  per  minute  per  square  foot  of  sieve  area,  and  to  tons  of  water  per 
ton  of  ore.  The  following  facts  from  the  table  on  American  mills  are  note- 
worthy : 

The  amount  used  varies  from  10,500  gallons  per  24  hours  on  a  three-sieve 
jig  of  Mill  25  to  400,000  gallons  in  10  hours  on  the  five-sieve  jig  of  Mill  10. 
The  average  of  all  is  about  65,000  gallons  per  jig  per  24  hours.  The  average  of 
all  except  Mill  10  is  about  34,000  gallons  in  24  hours. 

The  amount  per  square  foot  of  sieve  area  varies  from  0.528  gallon  per  minute 
in  Mill  17  to  22.22  gallons  in  Mill  10.  The  average  of  all  is  3.635  gallons. 
The  hydraulic  water  used  per  ton  of  ore  varies  from  8.76  tons  in  Mill  25  to 
64.98  tons  in  Mill  48.  The  average  of  all  is  19.85  tons.  Considering  the 
water  per  square  foot  of  sieve  area,  the  Missouri  blende  jig  (Mill  10)  appears 
as  if  it  were  extraordinarily  lavish  in  water,  while  the  Lake  Superior  finishing 
jigs  (Mill  48)  appear  as  if  they  were  economical;  but  if  the  quantity  of  ore 
treated  is  taken  into  account,  the  former  is  shown^to  be  economical  on  account 
of  its  high  capacity,  while  the  latter  are  the  most  lavish  of  all,  owing  to  their 
low  capacity. 

Table  295,  obtained  from  various  authorities,  most  of  whom  represent  foreign 
practice,  shows  figures  which  come  well  within  the  ranges  given  by  the  author 
for  American  mills.  The  average  of  water  used  per  ton  of  ore  appears  to  be 
somewhat  lower. 

It  would  seem  best  to  use  as  clear  water  as  possible.  Thus,  Mill  28  has 
found  that  at  times,  without  any  apparent  cause,  on  the  fine  jigs,  the  whole  beds 
become  as  hard  as  boards,  and  of  course  the  crude  ore  coming  on  passes  over 
into  the  tailings.  To  remedy  this,  they  have  sometimes,  if  the  water  that  was 
fed  to  the  jigs  was  at  all  slimy,  introduced  clear  water  instead  of  the  slimy 
water,  the  latter  being  removed  by  unwaterers. 

For  economy  of  water.  Mill  22  uses  the  overfiow  of  the  box  classifier  as 
hydraulic  water  for  the  No.  2  jigs. 

§  454.  Capacity  op  Jigs. — By  this  is  meant  the  quantity  of  crude  ore  that 
can  be  handled  in  a  given  time.  It  is  influenced  by  a  number  of  considera- 
tions which  will  now  be  taken  up.  The  width  of  the  sieve  seems  to  be  one  of 
the  most  important  of  these.  Other  things  being  the  same,  the  capacity  is 
nearly  in  proportion  to  the  width;  a  jig  with  double  the  width  would  have  double 
the  capacity.  This  is  not  quite  true,  since  all  jigs  have  a  strip  of  about  1  inch 
width  on  each  side  where  poorer  work  is  done  and  this  counts  more  against 
capacity  on  a  narrow  sieve  than  on  a  wide  one. 

The  capacity  increases  as  the  length  increases,  but  not  nearly  in  proportion 
thereto,  and  if  longer  and  longer  sieves  were  tried  a  length  would  soon  be  reached 
where  further  addition  would  gain  nothing.  The  length  of  a  sieve  affects  the 
capacity  in  this  way:  The  act  of  jigging  removes  the  mineral  grains  from  the 
top  layer  and  deposits  them  in  the  bottom  bed  of  heavy  concentrates.  The 
concentrates  are  removed  by  automatic  discharge  or  by  passing  into  the  hutch. 
The  rate  of  settling  of  the  mineral  grains  varies  from  the  heavy,  compact,  pure, 
cubical  grain,  which  settles  from  the  top  layer  almost  immediately,  requiring 
perhaps  only  five  or  ten  pulsions  and  suctions,  to  the  flat  scales  and  the  included 
grains  which  settle  slowly,  requiring  a  large  number  of  strokes.  It  follows  that 
the  longer  the  sieve  the  more  of  these  grains  will  be  caught,  but,  on  the  other 
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hand,  each  additional  inch  of  length  catches  less  than  the  previous  one,  while 
it  calls  for  its  full  quantity  of  hydraulic  water.  To  partially  overcome  this 
difficulty  is  one  of  the  reasons  for  using  a  series  of  sieves,  instead  of  one  very 
long  one,  for  where  a  series  of  sieves  is  used  the  hydraulic  water,  amount  of 
throw,  depth  of  the  bottom  bed  and  other  adjustments  can  be  varied  to  suit  the 
conditions  in  that  stage  of  the  separation.  As  a  rule,  the  second  sieve  receives 
less  hydraulic  water  and  less  pulsion  and  depends  more  on  suction,  the  third 
more  still,  and  so  on.  In  this  way  the  series  of  sieves  give  a  series  of  products 
graded  in  quality  from  rich  to  poor. 

If  a  jig  is  overdriven,  the  head  end  simply  becomes  solidified  by  the  grains 
which  come  faster  than  the  jig  can  assimilate  them,  and  the  whole  of  the 
hydraulic  water  has  to  come  up  near  the  tail  end,  causing  violent  boiling  and 
ruining  the  work  of  the  jig.  Great  length  of  sieve  aggravates  this  condition. 
With  coarse  work  this  fast  feeding  may  become  allowable  by  using  longer  stroke 
of  the  plunger  and  more  hydraulic  water,  but  little  can  be  done  in  the  way  of 
increasing  capacity  on  the  fine  jigs,  because  the  longer  stroke  is  not  allowable, 
neither  is  greatly  increiased  hydraulic  water. 

The  area  of  the  sieve  surface  is  an  important  factor  in  the  capacity  of  jigs, 
as,  within  certain  limits,  th|  length  and  width  are  probably  to  some  extent 
interchangeable,  that  is  to  say,  the  capacity  is  proportional  to  the  area,  and  it 
is  not  improbable  that  a  sieve  24X24  inches  (576  square  inches),  would  give  as 
good  or  better  results  than  a  sieve  19.2X30  inches  (576  square  inches),  on  the 
same  quantity  of  ore,  owing  to  the  more  deliberate  rate  of  working  and  the  more 
even  bottom  bed  due  to  the  shorter  sieve.  The  manufacturer,  however,  if  making 
a  sieve  24  inches  wide  would  probably  make  it  40  inches  long,  more  or  less,  and 
thus  gain  the  capacity  due  to  length  and  area.  This  is  probably  because  it  costs 
more  to  make  a  wide  jig  than  a  long  one  and  a  wide  jig  necessitates  a  taller 
structure. 

The  quality  of  the  separation  affects  the  capacity;  that  is  to  say,  a  jig,  to  do 
good  work,  cannot  be  hard  driven,  but  must  be  run  moderately,  because  the 

S articles  must  be  separated  more  perfectly  and  require  more  time.  The  slow 
riven  jig  may  use  higher  quantity  of  water  per  ton  of  ore  treated,  but  does  not 
always  do  so. 

The  size  of  the  grains  affects  capacity  as  follows:  Jigs  working  upon  coarser 
grains  have  higher  capacity  than  those  working  on  finer.  This  is  because  of 
the  longer  plunger  movement  that  can  be  used  on  coarse  jigs,  which  causes  a 
particle  to  settle  farther  in  a  stroke^  and  because  of  the  lesser  number  of  grains 
to  be  separated  in  a  vertical  column.  For  example,  when  jigging  i-inch  grains 
with  a  tailboard  4  inches  high,  the  whole  bed  is  only  16  grains  high,  and  if  the 
bottom  bed  of  coarse  concentrates  is  half  of  that,  a  grain  of  mineral  has  to  settle 
only  a  distance  equal  to  eight  of  its  diameters  in  order  to  find  itself  among  the 
concentrates.  If,  however,  the  grains  are  ^  inch  in  diameter,  the  whole  bed 
will  be  80  grains  hieh  and  the  heavy  grain  has  to  pass  below  forty  other  grains 
before  it  finds  itself  among  the  concentrates.  The  amount  of  plunger  throw, 
and  the  number  of  them  cannot  be  increased  sufficiently  to  bring  the  speed  of 
separation  of  the  fine  grain  up  to  that  of  the  coarse. 

§455.  Boils  and  hard  banks  are  very  troublesome  conditions  which  occur 
oi^ly  on  very  fine  jigs  and  limit  their  capacity.  The  hard  bank  forms  from  the 
suction  which  felts  the  particles  together ;  the  boils  are  little  craters  or  holes  in 
the  bank,  which  give  vent  to  the  upward  current  due  to  pulsion,  so  violently  in 
spots  that  the  principles  of  good  jigging  are  seriously  interfered  with.  The 
mill  man  finds  himself  perplexed  and  obliged  to  select  a  mean  course  between 
the  various  evils.  A  thick  bottom  bed  of  coarse  concentrates  and  a  thin  top 
layer  are  most  favorable  conditions  for  avoiding  the  hard  bank  and  boils.     It 
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will  be  necessary  to  look  carefully,  however,  that  the  bottom  bed  does  not  run 
to  waste  over  the  tailboard.  If  strong  suction  is  used  to  draw  down  the  values, 
the  hard  bank  is  thereby  made  a  maximum;  mild  suction  must,  therefore,  be 
used.  If  much  plunger  throw  is  used,  the  boils  are  increased ;  little  throw  must, 
therefore,  be  used.  If  a  moderate  number  of  strokes  is  used  with  little  throw, 
the  rate  of  jigging  is  very  small ;  the  mill  man  therefore,  will  increase  the  num- 
ber. .  A  high  number  of  strokes  must,  therefore,  be  used,  in  order  to  get  more 
work  done. 

The  per  cent,  of  concentrates  in  the  ore  affects  the  capacity  of  a  jig,  the 
higher  the  per  cent,  the  less  the  capacity.  This  is  because  when  the  concentrates 
form  a  large  proportion  of  the  jig  stuff,  it  is  impossible  to  get  them  away  fast 
enou^  for  high  capacity,  even  though  they  are  removed  as  fast  as  possible  by 
both  hutch  and  automatic  discharge,  and  also  because  the  larger  proportion  of 
concentrates  forms  a  heavier  whole  bed  from  which  it  is  more  difficult  to  lift 
out  the  gangue. 

It  may  be  further  said  that  the  method  by  which  the  concentrates  are  removed 
will  affect  the  capacity.  Skimming  gives  the  least;  automatic  discharge  alone 
is  second;  the  hutch  only  is  probably  third  and  the  automatic  discharge  and 
hutch  is  probably  most  rapid.  Varying  conditions,  however,  may  cause  some 
change  in  this  order. 

The  capacity  is  influenced  by  the  ease  of  separation.  Where  two  minerals  to 
be  separated  are  of  widely  different  specific  gravity,  they  separate  rapidly  upon 
the  sieve  and  make  high  capacity  possible.  Where  the  minerals  are  in  coarse 
crystals  and  break  clean  and  free  without  included  grains,  even  though  their 
specific  gravities  are  not  far  apart,  high  capacity  is  attainable.  The  treatment 
to  get  as  easy  a  separation  as  possible,  will  vary  with  the  kind  of  product  to'  be 

J'i^ed.  If  a  sized  product  is  jigged  with  a  large  quantity  of  water,  so  as  to 
lave  little  suction,  the  separation  takes  place  at  an  extraordinary  speed.  If  a 
sorted  product  is  treated  with  a  coarse  sieve,  a  coarse,  thick  bottom  bed,  a  thin 
top  layer,  and  little  water,  making  much  suction,  the  treatment  will  be  rapid 
even  with  moderately  fine  jig  stuff.  The  finer  tiie  bottom  bed  and  the  finer 
the  sieve,  the  slower  will  the  treatment  be.  Where  the  jig  stuff  is  fine,  a  thick 
top  layer  particularly  makes  slow  jigging.  In  jigging  the  product  of  the  first 
spigot  of  a  classifier  or  a  natural  product,  the  method  to  be  pursued  to  get  the 
best  capacity  has  alreadv  been  indicated  in  §  453  under  hydraulic  water. 

The  height  of  the  tailboard  affects  the  capacity  by  making  it  greater  as  the 
height  is  £minished,  but  a  tailboard  of  moderate  height  must  be  used  for  good 
woric 

Irregularity  of  feed  is  a  great  source  of  loss  of  capacity.  Over  feeding  spoils 
{he  work;  under  feeding  wastes  time.  The  feed  of  jigs  should  be,  therefore, 
legnlated  to  make  it  as  even  as  possible. 

It  is  impossible  to  give  exact  capacity  of  sieves  for  jigging;  there  are  so  many 
ways  of  increasing  capacity,  some  of  which  are  employed  here  and  others  there ; 
there  are  so  many  grades  of  difficulty  in  the  problem,  some  very  easy,  others  very 
difficult  of  solution;  and  there  are  so  many  grades  of  good  and  bad  work,  one 
of  which  is  called  standard  in  one  place,  another  in  another  place.  The  results 
as  far  as  obtained  in  the  mills  are  given  in  Table  294.  The  fifth  column  gives 
the  total  capacity  of  the  whole  jig,  which  ranges  from  120  tons  in  10  hours  in 
Mill  10  to  2f  tons  in  24  hours  in  Mill  48.  The  decrease  from  coarse  jigging  to 
fine  jigging  is  well  shown  in  Mills  21,  44  and  48.  Since  some  jigs  have  large 
sieve  area  and  others  small,  column  No.  7  has  been  computed  in  order  to  get  a 
comparative  figure  and  gives  the  capacity  per  square  foot  of  sieve  per  24  hours, 
whidi  ranges  from  0.15  ton  in  Mill  48  to  9.60  tons  in  Mill  10,  while  the  most 
of  them  are  between  0.50  and  2.00  tons.     The  large  capacity  of  Mill  10  is  due. 
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first  to  the  fact  that  although  the  grayities  of  the  sphalerite  and  gangae  are 
near  one  another,  the  crystallization  is  coarse,  breaking  easily  to  free  sphalerite 
and  gangue  with  little  included  grains,  which  can  be  jigged  in  coarse  sizes ;  sec- 
ond, to  the  coarse  sieve  that  is  used,  making  a  very  free  working  open  bottom 
bed;  and  third,  to  the  large  sieve  area.  No  scheme  of  saving  the  finest  slime 
ore  has  yet  been  adopted. 

The  small  capaci|^  of  the  finishing  jigs  of  Mill  48  is  dne  to  the  fact  that  they 
are  jigging  fine  stuff  with  heavy  gangue  and  are  coaxing  out  the  last  of  the  light, 
fiaky,  frizzly  leaf  copper.  None  but  the  most  careful  and  deliberate  treatment 
could  succeed  here;  it  is  probably  the  most  difficult  product  for  jigging  that  Lb 
to  be  found. 

To  illustrate  the  very  high  capacity  of  the  class  of  jigs  to  which  those  of 
Mills  9  and  10  belong.  Table  296  is  given  as  the  average  work  of  a  six-compart- 
ment No.  1,  or  roughing  jig,  with  sieves  30X42  inches,  when  treating  the  under- 
size  of  a  9-mm.  screen.  This  table  is  furnished  by  Mr.  E.  J.  Tutty  and  Mr. 
Henry  Faust  (private  communication).     For  the  No.  2,  or  finishing  jig,  with 

TABLB  296. — CAPACITY  OF  BIiBNDS  JIGS  OF  SOUTHVniST  MISSOURI. 


Amount  of  Zino 
io  the  Ore. 

Capacity  of  Jig 
per  10  Houre. 

in  the  Ore. 

CapacHTof  Jis 
per  10  Hours. 

10 

Tons. 
160 
196 

80 

Tbns. 

100 
80  to  90 

six  compartments,  each  24X42  inches,  the  average  capacity  is  50  tons  in  10 
hours,  of  which  as  much  as  25  tons  may  be  turned  out  as  clean  concentrates. 
Working  at  the  above  capacities,  the  tailings  should  be  free  from  mineral  and 
the  loss  in  slimes  should  be  small. 

Table  295  sums  up  notes  and  opinions  of  authorities  upon  foreign  practice. 
Unfortunately,  the  data  are  not  complete  and  comparisons  cannot  be  readily 
made,  but  in  general,  it  corresponds  to  the  facts  found  by  the  author  in  American 
mills. 

§456.  Power  Used  is  Jiogino. — This  may  be  divided  into  and  discussed 
under  the  following  heads: 

Work  of  Lifting  Sand. — During  pulsion  the  whole  bed,  including  the  bot- 
tom bed  and  the  top  layer^  are  opened  up  and  held  in  suspension,  mi&ng  large 
interstices  through  which  the  upward  moving  water  passes.  The  lowest  grains 
may  not  be  lifted  at  all;  the  top  grains  are  lifted  the  most;  others  are  lifted 
according  to  their  position,  more  toward  the  top,  less  toward  the  bottom.  A 
rough  computation  of  this  work  may  be  made  by  estimating  the  distance  the 
water  moves  up  and  the  weight  of  sand  held  in  suspension,  and  we  have  weight 
multiplied  by  distance  equals  work. 

Work  of  Drawing  the  Returning  Water  Down  through  the  interstices  in  the 
whole  bed  and  the  sieve  cloth  is  a  case  of  friction  oi  water  flowing  through 
small,  irregular  and  crooked  pipes.  If  the  top  layer  and  bottom  bed  were  of 
one  size,  this  might  be  approximately  computed,  but  where  these  vary,  the  value 
can  only  be  obtained  by  some  empirical  method.  It  should  be  said,  however, 
that  during  the  earlier  part  of  the  return  stroke,  the  work  is  little  or  even  zero, 
and  it  increases  till  it  becomes  probably  one  of  the  greatest  elements  in  the  total 
consumption  of  power  by  the  jig. 

The  Friction  on  the  Jig  Walls  and  Sieve  Cloth,  Due  to  Moving  the  Large 
Mass  of  Water. — The  lar^e  area  of  section  and  the  slow  speed  of  the  water  make 
this  a  small  quantity.  The  smallest  movement  with  highest  speed,  in  Mill  29, 
is  400  pulsions  of  6.0156  inch.     The  total  pulsions  are  6J  inches,  or  pulsions 
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and  suctions  12|  inches  per  minute.  The  greatest  movement  with  moderately 
slow  speedy  in  Mill  39,  is  140  strokes  per  minute  of  4  inches  each,  which  gives 
560  inches  for  pulsion  and  1,120  inches,  or  93  feet  per  minute  for  pulsion  and 
suction  together.  This  particular  jig,  however,  gives  a  much  larger  figure  than 
any  other.  As  the  passage  is  crooked  and  its  shape  irregular,  this  friction  prob- 
ably cannot  be  computed.  These  figures  also  show  why  a  coarse  jig  uses  more 
power  than  a  fine  one. 

The  Oscillatory  Action. — There  is  in  a  plunger  jig  a  definite  oscillation  of 
the  water,  consisting  of  a  downward  movement  on  tiie  plimger  side,  with  an 
upward  on  the  sieve  side,  followed  by  the  return  or  upward  on  the  plunger  and 
downward  on  the  sieve  side.  This  oscillation  has  a  definite  period  of  time  for 
it  to  take  place,  due  to  gravity,  and  if  the  plunger  were  so  speeded  as  to  conform 
to  this  time,  the  forward  work  would  be  nearly  restored  by  the  return  work. 
Practically,  the  rate  of  oscillations  is  much  greater  than  that  of  gravity,  and 
the  machine  works  out  of  harmony  with  this  vibration  and  its  work  is  increased 
in  consequence.     No  value  exists  of  this  work,  but  it  is  probably  not  large. 

Inertia  of  Starting. — A  certain  amount  of  work  is  used  in  accelerating  the 
velocity  of  the  great  mass  of  water  from  the  dead  point  of  the  eccentric  to  half 
stroke.  The  power  so  used  is  given  back  to  the  piston  during  the  retardation 
in  the  remaining  half  stroke,  leaving  probably  a  balance  of  no  work  performed. 

Friction  of  the  Piston  on  the  Water. — A  certain  amount  of  work  is  expended 
in  overcoming  this.  It  increases  as  the  clearance  decreases.  If  the  hydraulic 
water  is  fed  in  above  the  plunger,  this  friction  will  be  greater  upon  the  up 
stroke  than  upon  the  down  stroke.     . 

Mechanical  Friction  of  the  shaft  in  its  boxes,  of  the  eccentrics  and  of  the  belt, 
will  be,  under  best  conditions,  a  certain  percentage  of  the  whole  power  expended. 

This  analysis  of  the  power  used  in  jigging  is  practically  unexplored  ground 
and  no  figures  exist  to  give  values  to  the  different  contributing  parts.  Lump 
figures  are  given  as  obtained  from  the  mills,  in  Tables  294  and  295.  These, 
with  the  exception  of  the  great  jig  in  Mill  10,  which  uses  5  horse  power,  all  lie 
between  ^  and  2  horse  power.  The  figures  given  for  Mill  21  and  from  Gates 
catalogue  both  show  that  coarser  jigs  require  more  power  than  finer,  owing  to 
the  greater  distance  traveled  by  the  piston  per  minute. 

Habermann**,  gives  results  of  a  dynamometer  test  of  the  power  consumed  by 
jigs  at  Przibram,  as  shown  in  Table  297.  Ellis  Clark,  Jr.**,  states  that  accord- 
ing to  a  dynamometer  test,  a  two-sieve  jig  at  Przibram  in  1881,  jigging  28-mm. 
grains,  with  4-mm.  sieve  holes,  with  sieves  1.26  m.  long  by  0.65  m.  wide,  and 
with  140  strokes  per  minute  of  65  mm.  each,  consumed  2.437  horse  power. 

TABLE  297. — POWER  FOR  JIGS  AT  PRZIBRAM  IN  1879. 


Number  of 
Slews. 

Size  of  Sieve. 

No.  of  Throws 
per  Minute. 

Amount  of 
Throw. 

Hone  Power 
Required. 

4 

8 

Inches. 
15x84 
15x81 

900 
160 

Um. 

OtoS 

18 

8.86 
1.64 

Fraser  &  Chalmers  use  in  computing  new  work  (private  communication)  : 
For  a  l-sieve  jig,  1^  horse  power ;  for  a  2-8ieve  jig,  2  horse  power ;  for  a  3-sieve 
jig,  2^  horse  power ;  for  a  4-sieve  jig,  3  horse  power;  and  they  add  15%  for  fric- 
tion of  shafting,  slip  of  belts,  etc. 

Rittinger  estimates  that  jigs  require  -jV  *^  iV  horse  power  per  square  foot  of 
surface.    This  figure  is  lower  than  any  of  the  above. 

In  closing,  it  may  be  said  that  the  power  required  to  drive  a  jig  depends  upon 
the  area  of  the  sieves,  the  height  of  the  tailboard,  the  specific  gravity  of  the  jig- 
ging stuff,  the  length  of  stroke  and  the  number  of  strokes  per  minute. 
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§  467.  Lite  op  Jigs. — This  depends  upon  the  perfection  of  the  design,  the 
solidity  of  the  construction,  and  the  care  with  which  they  are  handled,  and  also 
in  the  case  of  iron  jigs  upon  the  acidity  of  the  ore  and  water. 

Wooden  CoUom  jigs  at  Lake  Superior  were  used  nearly  continuously  for  12 
years  for  24  hours  a  day,  six  days  in  the  week,  and  were  still  doing  good  work, 
but  needed  to  be  replaced.  Cast-iron  jigs  were  put  in,  and  have  been  used  six- 
teen jnears  and  are  still  in  good  order.  Lake  Superior  practice  lays  off  a  stamp 
head  and  all  its  jigs  for  repairs  from  time  to  time,  so  that  the  above  figures 
should  be  somewhat  reduced,  for  actual  working  time. 

Kunhardt  gives  for  European  practice  that  wooden  jigs  last  in  good  condi- 
tion from  8  to  10  years,  working  11  hours  per  day. 

Jigs  require  but  few  repairs  aside  from  the  sieves,  the  wear  on  them  being 
slight.  Quotations  of  the  cost  of  repairs  from  four  mills  are  as  follows:  Mill 
10,  $25  per  jig  per  year;  Mill  16,  no  repairs  in  years;  Mill  24,  very  small;  Mill 
31,  $16  per  year. 

§  458.  Cost  of  Jigs. — Mill  22  reports  that  Harz  jigs  purchased  cost  $200, 
of  which  $90  is  for  iron  work.  This  figure  probably  applies  to  three-compart- 
ment jigs  and  does  not  include  freight.  A  home  made  jig  can  be  made  for  $115. 
Best  pine  cost  $20  to  $22  per  thousand  at  this  mill. 

Mill  30  reports  for  making  four  two-compartment  Harz  jigs,  twelve  three- 
compartment  and  sixteen  four-compartment: 

Iron  work  at  factory $3,087.00 

Freight 605.45 

Lumber,  m,400  feet  at  |9B.liO  per  thouaand 061.50 

Labor  OD  88  jigs ^ 8,070.00 

Total  for  88  jigt $0,878.86 

ATerage  f or  one  jig 814.81 

Mill  15  reports  the  cost  of  four-compartment  Harz  jigs  at  $200  each. 

All  of  the  jigs  above  mentioned  are  wooden  jigs  with  wooden  frames. 

§  459.  Labob  fob  Running  Jigs. — ^This  depends  upon  the  manner  in  which 
the  jig  is  run;  if  it  is  fed  and  discharged  automatically,  it  does  not  need  so 
much  labor.  Table  298  gives  the  labor  for  running  jigs  with  fixed  sieves.  In 
Mill  12  there  are  ten  movable  sieve  jigs  and  Harz  jigs,  and  they  use  six  men 
per  10  hours  at  90  cents  per  man.  For  the  labor  for  hand  jigs  see  §  374.  In 
regard  to  European  practice,  Linkenbach  allows  one  man  for  three  4-sieve 
jigs.     Blomeke  states  that  one  man  can  attend  two  machines  where  the  feed 

TABLE    298. — LABOB    FOB    RUNNING    JIGS. 


Mill 
No. 

Men  per  Shift 

Number  of 
JIga. 

CkwtperMan. 

MIU 
No. 

Men  per  Shift. 

Nnmher  of 
JIgB. 

OostperMan. 

10 

18 

80  .... 

8 

8 

9 
18 
18 
14 
18 
18 
14 

)81.60 

r«.M 

4.00 
8.00 
1.60 
1.80 
8.00 

81.... 

88.... 
8<.... 
86.... 
40.... 
48.... 
86.... 

8 

1 
(5)1 

14 

80 
88 
80 
18 

88 
6 

i 14.00 

88 

84 

80 

87 

8.00 
8.50 
8.50 
8  00 

88 

8.76 

(a)  Tb^y  also  do  the  oiling,    (b)  He  alao  attends  the  revolving  i 


I  and  the  deanJog  jig. 


and  products  are  moved  automatically,  or  two  men  to  one  machine  where  these 
have  to  be  wheeled  by  hand.  In  this  connection  it  may  be  noted  that  the  quality 
of  the  labor  employed  is  of  considerable  importance,  as  affecting  the  quality  of 
the  work  done  by  the  jig. 

Limit  of  Sizes  Jigged. — ^There  are  three  limits  to  be  considered  in  jigging: 
(1)  The  coarsest  size  jigged,  (2)  the  finest  size  jigged,  (3)  the  range  of  sizes 
jigged  by  any  one  jig.    The  first  two  of  these  are  given  in  Table  299. 
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TABLE  299. — OOABSEST  AND 

FINEST  SIZES  FED  TO 

JIGS. 

1 

sSesf^to 

Range  of 

Kind  or  Product' Fed 

i 

Range <^ 
SlaesFedto 

Range  of 
SlsesFed 

Kind  of  Product  Fed 

3 

UMtOoanest 

to  Finest 

toFineMJig. 

3 

theOoarsest 

to  Finest 

to  Finest  Jig. 

n 

JiK. 

J»«. 

S 

J««. 

J««. 

Mm. 

Mm. 

Mm. 

Mm. 

10 
IS 

18.7-0 
W.l-1«.7 

8.18-0 
6.86-0 

Hutches  of  lig. 
Underslse  <^  trommeL 

81 
88 

Orer  18 
Orer  18 

8.5-0 
8.0-0 

Last  spigot  of  classifier. 

14 

tt.8-0.5 

9.5-0 

Uodersise  of  screen. 

88 

18.7-7.0 

8.8-0 

M                                            M 

15 

Orer  18.4 

8.8-0 

Last  spigot  of  classiller. 

84 

15-18 

8.0-0 

U                                                M 

16 

80-10 

ft4> 

Undersise  of  trommel. 

86 

Om'M 

8.5-0 

»•                                             M 

17 

10-7 

»^ 

Overiloir  of  daasifler. 

86 

18.7-7.0 

8.8-0 

%%                                           U 

90 

B.4^.7^ 

1.5^ 

Undersise  of  tfommeL 

88 

88.1-88.8 

1.5-0 

M                                          M 

tl 

n 

4.0-8.48 
Oror  13 

0.64-0 

a-0 

Last  spigot  of  classiller. 

80 

54-88.1 
80-7 

8.5-0 
8-0 

» 

7 

6-0 

U                                            M 

41 

15.9-8.5 

8.8-0 

M                                          •* 

M 

10^7 

8-0 

U                                             M 

( Spigotoof  Classifier  and 

48 

48 

18.7-6.4 
85.4-11.1 

"iii^o" 

Hutches  of  jip.* 

••                 u 

SB 

0-0 

8-0 

44 

46 

T5.SM) 
4.76-0 

(a)  1.09-0 
1.17-0 

SB 

5.7-8.0 

0.91-0 

Last  spigot  of  dasBifler. 

47 

«>.4-0 

1.80-0 

14                             »t 

S7 

86.1-85.4 

8-0 

»»*^*                »k 

48 

4.76-0 

1.17-0 

tt                             U 

Sh 

40-m 

8-0 

••                     ti 

86 

9-6.5 

0.^ 
80-60  mesh. 

Oversiae  <^  trommeL 

» 

6^ 

85-16 

8.5-0 
»-0 

M                                                •» 

u                                  W 

88 
98 

Spigot  of  classifier. 

B*^ 

Oversize  of  trommeL 

(a)  This,  and  probably  the  three  following  have  a  real  maximum  diameter  of  not  over  0.5  mm.,  although 
they  have  passed  through  jig  sieves  of  the  slaes  named.    (6)  Through  a645  slot  on  0.88  square  hole. 

§  460.  The  Coarsest  Size  Jigged  in  a  mill  depends  upon  the  prfection  with 
which  the  mineral  is  unlocked,  upon  the  amount  of  graded  crushing,  sizing,  jig- 
ging and  re-treatment  of  middlings,  and  finally,  in  a  few  cases,  upon  the  maxi- 
mum size  of  grains  that  a  jig  can  treat  on  account  of  the  high  speed  of  water 
currents  necessary  for  coarse  stuff,  and  the  consequent  excessive  power  required. 
The  more  perfectly  the  heavy  mineral  is  unlocked  and,  therefore,  the  less  included 
grains  there  are  found  in  the  feed  to  the  jig,  the  coarser  may  the  feed  be.  Mills 
27,  28,  30,  38,  39  and  43  are  instances  of  cases  where  a  sufficient  amount  of  heavy 
mineral  is  unlocked  to  make  the  coarse  jigging  indicated  worth  while,  and 
thereby  save  some  of  the  loss  in  slimes  which  would  be  caused  by  finer  crushing. 
Mill  40  tried  a  one-sieve  jig  on  stuff  ranging  from  20  up  to  50  mm.,  in  order 
to  save  some  preliminary  crushing,  but  it  was  found  that  the  concentrates  had 
too  much  gangue  attached. 

The  above  instances  illustrate  the  higher  limit  of  feed  size  used  when  graded 
crushing,  sizing  and  re-treatment  of  middlings  is  practised.  Mill  10  is  an  in- 
stance  where  the  whole  treatment  takes  place  upon  one  jig  without  any  sizing 
whatever,  and  without  any  re-crushing  of  middlings.  The  ore,  which  is  un- 
locked very  freely,  is  all  crushed  to  12.7  mm.  in  order  to  equalize  the  losses  be- 
tween included  grains  on  the  one  hand  and  slimes  on  the  other. 

The  coarse  jig  in  Mill  44  is  an  expedient  for  saving  the  large  nuggets  of  cop- 
per from  the  clean  ups  of  the  steam  stamp  mortars,  and  they  also  incidentally 
save  a  lot  of  small  copper. 

As  to  the  maximum  size  of  grain  that  a  jig  will  treat  satisfactorily,  a  figure 
cannot  be  given  positively.  Mill  44  is  an  instance  where  jigging  76-mm.  (3- 
inch)  stuff  is  considered  worth  while,  even  where  the  largest  lumps  do  not  move. 
It  is  probable  that  the  desired  result  would  be  better  attained  if  the  76-mm. 
material  was  screened  in  a  trommel  with  25-mm.  holes,  the  oversize  hand  picked 
and  the  undersize  jigged.  In  fact  this  is  practically  the  treatment  given  to 
similar  stuff  in  Mill  47.  Some  authorities  have  given  the  maximum  size  that 
can  be  jigged  as  follows:  Kunhardt,  32  mm.  as  usual  European  practice  and 
54  mm.  at  Lintorf ;  Davies,  41.3  mm.  (If  inches) ;  Linkenbach,  30  mm.;  Rit- 
tinger,  64  mm.;  Le  Neve  Foster,  26.4  mm.  (1  inch).  Hand  picking  is  used  on 
stuff  which  is  too  coarse  to  be  jigged.  Some  ideas  on  the  lower  limits  of  hand 
picking  have  been  given  in  §  366. 
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§  461.  The  Finest  Size  Jigged. — In  the  greater  part  of  the  mills  this  is  not 
governed  by  the  peculiaritiee  of  the  ore  or  the  extent  to  which  graded  crushing, 
graded  sizing  and  graded  jigging  are  used,  but  by  the  finest  stuff  that  a  jig  is 
able  to  treat.  The  jig  has  proved  such  a  perfect  separator,  as  a  rule,  that  it  is 
fed  with  sizes  down  to  its  limit  of  good  work  and  often  beyond  that  point.  The 
tailings  of  jigs  treating  fine  classifier  products,  unless  they  are  worked  slowly, 
with  open,  free-working  bottom  beds,  and  thin  top  layers,  which  is  usually  not 
the  case,  contain  too  much  of  value,  but  the  mill  man  has  done  all  he  can  with 
the  apparatus  at  command,  so  lets  the  tailings  go  to  waste.  Vanners,  Wilfley 
tables  or  slime  tables,  are  fed  with  the  slime  sorts  that  are  too  fine  for  the  jigs. 

Table  299  names  the  products  fed  to  the  finest  jigs  in  thirty-five  of  the  mills. 
Since  many  of  these  are  the  later  spigot  products  or  overflows  of  classifiers,  the 
author  is  unable  to  state  the  exact  maximum  size  of  grain.  They  are  quite  fine ; 
a  number  of  them  are  not  over  0.25-mm.  maximum  grain,  and  are  mostly  mixed 
products,  ranging  from  a  maximum  grain  down  to  very  fine  particles,  and  in 
some  instances  even  down  to  the  finest  silt. 

The  author,  in  his  computation  for  a  hydraulic  classifier,  has  taken  the  ground 
that  the  overflow  should  contain  all  the  quartz  of  0.25  mm.  diameter  and  less. 
This  places  the  feed  to  the  finest  jigs  as  containing  quartz  of  0.25  mm.  diameter, 
and  other  minerals  of  those  diameters  which  are  equal  settling,  under  free  settling 
conditions,  with  0.25-mm.  quartz. 

The  authorities  give  the  minimum  products  fed  to  jigs  as  follows:  Eunhardt, 
seldom  below  1  mm.;  Davies^  0.79  ram.  (Vr  indi) ;  Linkenbach,  0.25  mm.; 
Le  Neve  Foster,  0.5  mm.  (-^ij-inch).  At  Clausthal  two  classes  of  graded  slime 
between  the  sizes  of  1  mm.  and  0.6  mm.  were  formerly  treated  on  jigs.  Experi- 
ment upon  central  discharge  slime  tables  6.5  m.  in  diameter,  however,  showed 
that  the  latter  had  greater  capacity,  better  separation  and  less  cost,  and  they 
were,  consequently,  adopted.  On  the  other  hand,  Bellom  claims  that  on  sands 
between  0.5  and  0.26  mm.,  jigs  have  greater  capacity  than  tables,  cost  less,  use 
less  power  and  are  easier  managed,  but  preliminary  sizing  of  feed  must  be  more 
perfect,  and  they  cause  more  attrition  and,  hence,  more  loss.  This  last  view 
seems  to  be  borne  out  by  the  practice  in  this  country. 

8  462.  Ranges  of  Sizes  Fed  to  a  Single  Jig. — These  have  already  been  given 
and  somewhat  discussed  in  §  286  for  all  jigs  treating  tronmiel  products.  A  few 
points  which  relate  more  closely  to  the  work  of  jigs  should  be  noted. 

The  smallest  range  of  sizes  shown  in  Table  283,  was  in  Mills  27  and  28,  and 
the  largest  in  Mills  9  and  10.  In  Mill  27  a  decision  has  recently  been  reached 
that  there  are  too  many  trommels  and  instead  of  making  eight  sizes  between 
38.1  mm.  and  2  mm.,  it  is  proposed  to  make  only  three  or  five.  In  the  words 
of  the  superintendent:  ''Close  sizing  is  entirely  a  question  of  ore  and  gangue. 
With  the  heavy  ore  of  Mill  27  it  is  not  necessary,  and  it  is  consequently  a  detri- 
ment, since  it  causes  an  increased  loss  in  slimes." 

Close  sizing  always  has  the  advantage  where  it  is  desired  to  do  very  perfect 
work,  for  when  it  is  used  the  whole  bed  is  very  open  and  free  for  the  passage  of 
water  and  in  consequence  a  very  perfect  layering  takes  place,  and  when  the 
concentrates  are  of  rather  low  specific  gravity,  or  there  is  a  considerable  amount 
of  included  grains  or  middling^  of  low  specific  gravity,  such  products  may  be 
saved  to  better  advantage. 

Sieve  scales  of  many  of  the  mills  have  larger  gaps  in  them  at  the  coarse  end 
than  would  perhaps  be  allowed  for  the  best  separation,  because  the  whole  tail- 
ings of  the  coarser  jigs  go  to  re-crushing  machines  to  unlock  the  included  grains, 
and  then  to  reconcentrators.  The  few  grains,  then,  which  may  find  their  way 
into  the  first  tailings,  because  the  sieve  scale  is  not  suiBciently  close  to  save  them, 
all  have  a  chance  to  be  saved  later.     The  loss  from  re-crushing  these  few  grains 
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ifi  inBignificant^  while  the  Baying  of  multiplicatioa  of  trommels  and  jigs  to  gain 
a  perfect  sieve  scale  may  be  very  large. 

As  has  been  already  shown  in  §  293^  there  are  some  imperfections  in  the  work 
of  trommels,  so  that  the  range  of  sizes  in  the  jig  feed  is  somewhat  greater  than 
would  be  indicated  by  the  sizes  of  holes  in  the  limiting  trommels.  In  the  case 
of  classifiers,  however,  their  work  is  much  more  imperfect  (see  §362),  there 
being  practically  no  classifiers  which  do  not  allow  very  small  particles  to  dis- 
charge with  the  larger  sizes  and  as  a  consequence  the  range  of  sizes  in  the  feed 
to  jigs  treating  classifier  products  is  quite  large. 

To  illustrate  the  effect  of  fines  when  jigging  natural  products  or  classified 
products,  the  following  sizing  tests  and  assays  are  given: 

In  Mill  40,  treating  Gagnon  ore,  all  the  spigots  of  the  No.  1  or  Carkeek 
classifier  are  jigged  together.  Goodale**  found  that  the  tailings  of  the  jigs  doing 
(his  work  assayed  2.7  ounces  of  silver  per  ton  and  1.65%  copper,  and  yielded  to 
sizing  the  results  given  in  Table  300.  Efforts  were  made  to  improve  this  by  put- 
ting two  classifiers  side  by  side,  giving  each  half  the  work  to  do,  also  by  substi- 
tulwg  an  Evans  classifier,  but  with  no  better  results. 

TABLB  300- — SIZING  TEST  OP  JIO  TAILINGS  AT  MILL  40. 


Sfzee. 

Percent  of  Ma- 
terial. 

Assay  in  Silver. 

Assay  in  Ck>pper. 

OnlOnwHh..........  r..,. 

8.9 
18.66 
45.80 
18.19 
10.00 
4.05 
4.70 

Ounces  per  Ton. 

7!o 

h 

1.8 

1.87 
1.65 
1.78 
1.85 
4.00 

Throufrh  10  on  80  mesh 

Tliroui^h  SO  on  40  mesh 

Through  40  on  60  mesh 

Through  00  on  80  mesh 

Through  80  on  100  mesh 

Thro^lOOme^^ 

In  Mill  39^  treating  ore  from  the  Gray  Rock  mine^  each  spigot  product  was 
treated  on  a  separate  jig.  Goodale**  found  that  the  jig  tailings  assayed  2.86 
ounces  silver  per  ton,  and  1.41%  copper,  and  yielded  to  sizing  and  assaying  the 
results  given  in  Table  301.  Sizing  tests  from  other  mills  given  by  Goodale, 
show  practically  the  same  results. 

In  Mill  25  ore  containing  limestone  and  galena,  after  passing  through  a 
6-mm.  round  hole,  is  jigged  without  any  sizing  on  No.  1  jigs.    The  sizing  tests 


TABLB   301.— SIZING 

TESTS   OP   JIO  TAILINGS   AT   MILL    39. 

% 

Percent  of  Ma- 
teriaL 

Assay  in  SUver. 

Assay  in  Copper. 

On  10  mesh 

8.80 
17.60 
46.06 
16.80 
8.87 
4.16 
6.88 

Ounces  per  Ton. 

8160 
8.86 
8.98 
8.00 
8.00 
8.44 

oil. 

1.81 
1.18 
1.18 
1.16 
1.86 
8.68 

Through  10  on  80  mesh 

Through  80  on  40  mesh 

Through  40  on  60  mesh 

Through  80  on  80  mesh 

Through  80  on  100  mesh 

Through  100  mesh 

and  analyses  of  the  feed  and  products  are  given  in  Table  302.    The  coarse  con- 
centrates of  this  jig  are  quite  rich  in  lead,  but  the  author  has  no  figures  on  the 
quantity  or  quality  of  them.    Other  results  from  the  same  jig  as  obtained  by 
Munroe  and  given  in  Table  303,  show  oflf  the  assays  better. 
Munroe  also  gives  Table    304,  for  the  No.  2  jig  of  Mill  26. 
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TIBLB  302. — BIZINO  TB8T8  OF  FEED  AND  PBODUCTB  OF  JIO  KO.  1  IN  lULL  25. 


Siaet. 

Percent  of 
MateriaL 

AaBAyinLead. 
Percent. 

Feed  to  die  jig. 

Through  6  mm, 
"       4     « 

U                 1            M 

on  4  mm 

9.0 
41.9 
86.0 
81.8 

M     1          tt 

tt  w    tt 

tt  y   tt 

ODKmm 

11 
6 

19 
89 
88 

79.4 
89.8 
».6 
14.1 
17.8 

Through  %  mm. 

on  M  mm 

"  JC    "  

tt  0  « 

••  CI    "  \\".'V\ 



TUllDgsoftheJig.                                                      I 

Through  6  mm 

on  1   mm 

60.9 
80.6 
10.8 

1.(18 
0.91 
8.95 

tt     W       tl 

"  ?  "  :::::;;:;:!!!!:;::::;::: 

TABLE  303. — MUNROB'S  SIZING  TESTS   ON  THE  NO.   1   JIO  OF  MILL  26. 


Slie. 

Percentage  of 
Feedinlech 

Siie. 

Lead  in  Feed. 

LeedinHutoh 
Product. 

LeadlnOoarse 
OonoentratM. 

Lead  in 
TklUngB. 

Mm. 

6  tol 
1   toW| 

41.1 
90.6 
9.8 
1.5 
9.9 
16.8 

PDFoenL 
6.88 
9.10 
18.81 
18.98 
7.84 
19.88 

Peroent 

0 

74.0 
19.8 
14.8 

8.8 
16.4 

Psroentb 
16.90 
7.97 
0 
0 
0 
0 

Percent. 
1.06 
0.96 
0.71 
1.09 
1.74 
6.07 

Average . .. 

8.98 

88.8 

16.04 

1.68 

TABLE  304. — MUNROE'S  SIZING  TESTS  ON  THE  NO.  2  JIG  OP  MILL  25. 


Sine. 

Percentage  of 

Feedln 

BaohSiae. 

Lead  in  Feed. 

Lead  in  Hutch  Work. 

Lead  in 
lUUnga. 

1st  Sieve 

9d  Sieve. 

Sd  Sieve. 

Mm. 
Orer  U 

AtoO 

8.9 
48.6 
18.8 
84.8 

Peroent 
40.99 
16.76 
16.40 
88.68 

Peroent 
79.68 

Peroent 
70.84 

Poroeat 
41.80 

Percent 
8.94 
1.08 
0.68 
11.97 

94.76 

6.84 

§  463.  All  the  figures  in  these  tables  show  that  when  jigs  are  treating  either 
classified  products  or  natural  products,  there  is  a  tendency  of  fine  mineral  to  go 
into  the  tailings,  and  by  increasing  the  suction  in  order  to  prevent  this  as  far  as 
possible,  some  of  the  fine  gangue  is  also  suoked  down  into  the  hutch  product 
The  reason  why  this  is  allowed  is  one  of  expediency.  The  jig  making  hutch 
work  is  a  very  efficient  machine ;  that  is  to  say,  it  does  a  large  amount  of  work 
and  saves  a  large  proportion  of  the  fines  for  the  amount  of  mill  floor  it  covers. 
Its  use,  therefore,  saves  cost  of  mill  construction  and  mill  men  have  not  had  at 
hand  any  better  means  of  handling  this  material.  If  some  means  can  be  de- 
vised for  sizing  accurately  at  1  mm.  or  better  0.75  mm.,  sending  all  above  this 
size  to  jigs  and  all  below  it  to  tables  of  the  Wilfley  type,  then  this  difficulty  will 
be  overcome. 

The  last  hutch  product  of  a  jig  which  has  to  handle  fine  material  with  the 
coarse,  must  always  carry  considerable  gangue  if  the  tailings  are  to  be  brought 
down  to  the  lowest  limit,  and  this  product  will  need  further  treatment  to  bring 
it  up  in  value. 
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An  example  of  how  successfully  a  jig  may  work,  even  though  it  has  a  very 
wide  range  of  sizes  to  treat,  including  the  finest  slimes,  is  found  in  Southwest 
Missouri  zinc  practice,  of  which  Mills  9  and  10  are  examples.  Here  the  first 
or  roughing  jig  is  fed  with  stuflf  ranging  from  9  or  12  mm.  to  0,  and  its  hutch 
products  are  cleaned  on  a  second  or  finishing  jig.  Average  work  of  the  district 
is  to  take  ore  carrying  about  8%  zinc  and  make  tailings  carrying  only  about 
lYfo  zinc,  at  a  total  cost  of  about  29  cents  per  ton.  This  is  possible  because 
the  blende  is  in  large  coarse  crystals  and  is  in  large  measure  unlocked  from  the 
igue  by  coarse  crushing.    The  coarse  crushing  does  not  make  much  slimes. 

le  jigs  are  run  with  coarse  sieves,  so  that  they  have  open,  free-working 
bottom  beds  and  suction  has  full  play  to  save  the  fine  ore. 

A  foreign  example  of  the  application  of  similar  treatment  is  found  in  Corn- 
wall where,  according  to  Kunhardt,  the  practice  exists  of  making  only  two  sizes 
between  32  and  3  mm.,  in  dressing  copper  pyrites  with  a  rock  gangue,  where 
concentrates  of  a  very  poor  grade  answer  the  commercial  requirements;  also  at 
the  dressing  works  at  Lauremburg  in  Nassau,  in  the  treatment  of  an  ore  of 
argentiferous  galena  and  blende,  with  a  siliceous  gangue.  The  results  from  the 
jigging  of  this  material  are  reported  to  have  been  very  satisfactory. 

Another  instance  is  at  Lautenthal,  where  only  two  sizes,  32  to  13.3  mm.  and 
13.3  to  2  mm.y  are  made  in  separating  blende  from  quartz,  using  jigs  with  two 
compartments.    The  details  are  as  follows: 

ttaeof  feed 8S.  to  18.8mm.  IS.StoSmm. 

fltee  of  sieve  hole 6.5  mm.  2mm. 

Heifcht  of  feed  apron 46  mm.  S8  mm. 

Height  ahove  the  sieve  of  inverted  dam  of  the  discharge.  86  mm.  15  mm. 

Length  of  pluneer  stroke 40mm.  80mm. 

Number  or  stroKes  per  minute .....140  180 

Capacity  per  hour 1|  cubic  meten.  11  cubic  meten. 

Oualily  of  bottom  bed Hard.  Soft. 

<)uaUt7  of  tailings Contain  some  clean  blende.  Contain  very  little  deaft 

blende. 

§  464.  Minimum  Difference  in  Specific  Gravity  of  Minerals  to  bb 
Separated. — As  has  already  been  stated,  the  greater  the  difference  in  specific 
gravity  the  easier  is  the  separation,  and  conversely,  the  nearer  the  gravities  are  to 
each  other,  of  two  minerals  that  are  to  be  separated,  the  more  difficult  is  the  sepa- 
ration. For  example,  minerals  that  are  as  near  to  each  other  as  blende  (specific 
gravity  4),  and  pyrite  (specific  gravity  5),  are  difficult  to  separate  by  jigging, 
and  indeed  their  separation  at  all  may  depend  on  their  mineral  aggregation  and 
fracture.  If  they  are  perfectly  unlocked  from  each  other  and  are  in  roundish 
grains,  then  they  can  be  separated.  If,  however,  the  pyrite  is  more  in  ftattish 
grains,  and  the  blende  in  roundish,  then  they  cannot  be  separated,  since  roundish 
grains  settle  faster  than  flattish  grains.  If  the  pyrite  is  in  roundish  grains 
and  the  blende  is  in  flattish,  then  they  are  easily  separated. 

On  account  of  the  difficulty  of  separating  these  two  minerals,  various  processes, 
such  as  roasting  followed  by  jigging,  roasting  followed  by  magnetic  treatment, 
and  others  are  used,  not  onlv  for  separating  blende  from  pyrite,  but  also  from 
fiderite  and  barite.    Some  of  these  processes  are  described  in  Chapter  XVIII. 

BlBLIOORAPHV  of  JIOS. 

This  will  be  found  at  the  end  of  Chapter  XV. 


CHAPTER  XV. 

LAWS  OF  JIGGING. 

§  465.  The  action  of  the  currents  in  the  beds  of  the  various  types  of  jigs  will 
now  be  considered: 

In  the  Harz  or  plain  eccentric  jig,  pulsion  is  given  intermittently,  alternating 
with  suction,  and  the  times  devoted  to  them  are  about  equal. 

In  the  accelerated  jig,  pulsion  is  given  intermittently,  but  its  time  interval 
is  considerably  shorter  than  that  of  the  alternating  suction. 

In  the  pulsion  jig,  pulsion  is  given  intermittently,  but  the  intervening  times 
are  devoted  to  repose,  in  which  settling  can  take  place  undisturbed  by  suction. 

In  the  siphon  separator  (Heberwdsche)  the  pulsion  is  continuous,  with  no 
breaks  for  either  suction  or  repose. 

In  all  these  types  of  jigs,  the  pulsion  current  acts  under  hindered  settling 
conditions,  and  will  now  be  considered.  The  laws  affecting  the  suction  current 
will  be  taken  up  later. 

§  466.  Hindered  Settling,  Genehal  Principles. — This  is  where  particles 
of  mixed  sizes,  shapes  and  gravities,  in  a  mass,  free  to  move  among  themselves, 
are  sorted  in  a  rising  current  of  water,  the  rising  current  having  much  less 
velocity  than  the  free  settling  velocity  of  the  particles,  but  yet  enough  so  that 
the  particles  are  in  motion.  The  arrangement  of  the  particles  is  so  positive 
that  if  one  of  them  be  moved  up  or  down  from  its  chosen  companions,  it  will  be 
found,  when  set  free,  to  return  immediately  to  practically  the  same  group  as 
before. 

Hindered  settling  is  affected  by  the  same  qualities  of  both  minerals  and 
liquids  as  free  settling  (see  §354).  It  adds,  however,  the  effect  of  crowding 
grains  together  so  thickly  that  the  spaces  between  them  are  nearly  as  small  as 
they  would  be  in  a  closely  sized  product  piled  in  a  heap.  Every  particle  in  the 
mass  is  poised  in  the  upward-moving  water,  settling  issues  with  those  above  it, 
around  it  and  below  it.  If  a  grain  above  it  has  greater  settling  power  it  quidcly 
gets  below,  if  one  below  it  has  less,  it  quickly  rises. 

The  effect  of  this  upon  mixed  sizes  of  any  one  mineral,  quartz,  for  example, 
will  be  to  arrange  th^m  according  to  size;  the  largest  grains  will  find  their  way 
to  the  bottom ;  the  smallest  will  rise  to  the  top.  This  order  will  only  be  inter- 
fered with  by  flat  or  elongated  grains  which  will  be  a  little  higher  in  position 
than  their  size  would  seem  to  imply. 

The  effect  upon  mixed  sizes  of  two  minerals  of  two  specific  gravities,  for 
example,  quartz  and  galena,  will  be  to  place  grains  in  groups  which  may  be  said 
to  be  equal  settling  under  hindered  settling  conditions,  but  the  ratio  between 
the  diameters  of  the  quartz  and  galena  in  any  one  of  these  groups,  is  much 
greater  than  that  obtained  under  free  settling  conditions.  This  ratio  is  of 
great  importance,  but  there  seems  no  way  to  get  values  for  it  except  bv  direct 
test. 

§467.  Tubular  Classifier  Tests  on  Hindered  Settling. — Tests  were 
made  by  the  author  to  obtain  values  for  these  ratios  and  to  investigate  the  whole 
subject  of  hindered  settling.     For  this  purpose,  a  tubular  classifier  was  designed 
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of  the  form  shown  in  Fig.  345,  which  consists  of  a  tin  cone,  a,  with  an  overflow, 
/,  united  to  a  tube  of  glass,  h,  by  a  rubber  connector,  c,  and 
having  a  water-supply,  d,  regulated  by  the  cock,  g,  and  a 
bulb,  e,  joined  by  a  rubber  connector,  h.  If  this  apparatus 
be  filled  with  water,  and  a  sample  of  mixed  sands,  which 
pass  through  a  10-mesh  sieve  (an  ordinaiy  8-ounce  bottle- 
ful  represents  the  quantity  used),  be  charged  gradually  at 
the  top,  and  a  slight  upward  current  of  water  be  admitted 
through  the  tube,  d,  the  sands  will  rapidly  assume  a  condi- 
tion of  approximate  equilibrium.  Here  we  have  sands, 
say,  of  two  specific  gravities,  and  of  sizes  ranging  from  10 
mesh  to  finest  slimes,  which  are  held  in  gently-moving  sus- 
pension by  the  slow  upward  current,  and  in  a  crowded  con- 
dition, so  much  so  that  the  volume  of  sand  in  the  tube  at 
any  given  time  is  nearly,  if  not  quite,  equal  to  the  volume 
of  the  water.  This  device  is  well  adapted  to  secure  the 
conditions  of  hindered  settling  and  to  deliver  the  samples 
for  study. 

By  means  of  this  classifier,  the  behavior  of  the  minerals 
named  in  Table  257,  each  paired  with  quartz,  was  tested. 
Each  of  these  pairs  was  treated  in  the  classifier  <Fig.  345), 
by  allowing  from  one-half  hour  to  two  hours  for  the  grains 
to  come  to  equilibrium;  and  since  the  larger  part  of  the 
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PIG.  347. — 8BPAKATI0N   OF   QUARTZ   AND     GALENA   BY   TUBULAR     CLASSIFIER     AND 

SIEVES. 

sorting  is  done  in  the  first  minute,  we  may  consider  that  the  work  is  completed  in 
half  an  hour.  While  the  sands  are  still  kept  in  gently-moving  suspension,  the 
current  is  slightly  slackened  by  means  of  the  cock,  g,  and  the  heavier  grains  are  al- 
lowed to  find  their  way  down  into  the  bulb,  e.  WTien  the  bulb  is  full,  the  rubber 
connector,  h,  is  pinched  with  the  thumb  and  finger,  and  the  bulb  is  replaced  with 
a  new  one,  which  has  been  completely  filled  with  water,  care  having  been  taken 
to  remove  the  bubble  of  air  from  the  neck.  In  like  manner  the  second  bulb  is 
filled  and  removed,  and  a  third,  a  fourth,  and  so  on  until  all  the  sand,  to  the 
finest  slimes,  has  been  drawn  off.  The  finest  silt  will  overflow  above  at  /,  along 
with  a  few  particles  carried  over  by  greasy  flotation.  This  should  be  caught, 
and  may  be  called  the  last  bulb  or  drawing. 

Each  of  these  drawings,  which  were  ten  in  number,  was  carefully  dried,  sized 
in  the  nest  of  sieves  (see  Table  258),  and  note  made  of  the  chiuracter  of  each 
size  obtained.  For  example,  the  sizes  in  the  galena  series  (see  Fig.  347),  in 
the  fifth  bulb,  were  found  to  be  perfectly  pure  quartz  down  to  the  30-me8h 
sieve.  The  40-mesh  contained  a  little  galena ;  the  50-mesh  was  nearly  all  galena, 
with  a  little  quartz ;  and  all  the  sizes  below  50-mesh  were  pure  galena. 

The  twelve  pairs  of  minerals  were  all  treated  in  this  way,  and  as  a  means  of 
preserving  the  results,  photographs  were  taken  of  the  actual  grains  arranged 
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FIO.  348. — SEPAHATION  OF  QUARTZ  AND  WOLFBAMITE  BY  TUBULAB  CLASSIFIER  AND 

SIEVES. 


in  the  form  of  a  graphical  plot.  In  these  photographs  (see  Pigs.  346  to  367), 
the  vertical  columns  Nos.  1,  2,  3,  4,  etc.,  represent  the  successive  bulbs.  The 
horizontal  lines  indicate  groups  of  particles  resting  on  like  sieves. 

§468.  Results  of  the  Tubular  Classifier  Tests. — Examining  the  plot« 
of  the  various  minerals  and  gravities,  we  see  a  genera]  set  of  features  possessed 
in  common,  but  changing  a  little  with  each  successive  photograph.  First,  we 
have,  in  copper  (Pig.  346),  a  range  of  clean,  pure  quartz  hills  and  also  a  range 
of  clean  copper  hills  and,  between  the  two,  a  valley  almost  destitute  of  grains, 
which  is  widest  a  little  above  the  middle.  In  arsenopyrite  (Fig.  351),  the  val- 
ley is  gone  on  the  100-mesh  line  and  we  have  a  plateau  instead.  In  chalcocite 
(Pig.  352),  the  plateau  has  reached  up  to  the  50-mesh  line.  In  pyrrhotite 
(Pig.  354),  it  has  reached  1he  40-mesh  line.  In  epidote  (Pig.  356)  tne  plateau 
has  disappeared  below  24-me8h,  and  a  single  wide  range  of  hills  has  taken  its 
place.  The  above  change  of  features  is  due  to  the  difference  in  specific  gravity 
of  the  heavy  mineral.  As  the  specific  gravity  lessens,  the  two  ranges  of  hills 
come  nearer  together. 

Estimates  were  made  of  the  percentage  of  the  heavv  mineral  in  every  hill 
and  tables  of  them  are  given  in  Am.  Inst.  Min.  Eng.,  Vol.  XXIV.,  pp.  433  to 
446.    Those  of  galena  are  given  here  in  Table  305  for  illustration. 
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TABLE    306. — ^ESTIMATED    PERCENTAGE    OF    GALENA    IN    THE    HILLS    OP    PIG.    347. 
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100 
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30 
40 
96 

"eo" 
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Slimes. 

The  weights  of  the  hills  of  three  bulbs  were  taken  for  all  the  figures  except 
that  of  magnetite,  and  from  them  the  estimated  weight  of  each  mineral  in  each 
hill  was  calculated  by  using  the  percentagres  previously  estimated.  Those  for 
galena  are  here  given  in  Table  306,  for  illustration.  Those  for  all  the  others 
are  given  in  Am.  Inst  Min.  Eng.,  Vol.  XXIV.,  pp.  449  to  462. 
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PIG.  350. — SEPARATION  OF  QUARTZ  AND  CA88ITERITB  BY  TUBULAR  CLASSIFIER  AND 

SIEVES. 


TABLE   306. — ^ESTIKATED   WEIGHTS   OF   QUARTZ   AND  GALENA   IN   THE   HILLS   OF 

FIG.    347. 


StoTO. 
Mesh. 

Bulb  No.  S. 

BulbNa6L 

Bulb  No.  7.             1 

Galena. 
Grams. 

Quarts. 
Grams. 

Galena. 
Grams. 

Quartz. 
Grams. 

Galena. 
Grams. 

Quarts. 
Grams. 

18 

8.881 
11.718 
6.586 
6.418 
0.4878 
0.1806 
0.0189 

0.0680 
1.447 
1.946 
10.588 
4.486 
6.790 
8.868 
0.0670 

14 

la 

0.0948 
0.8585 
0.6607 
8.465 
18.968 
6.897 
1  688 
0.1787 

18 

so 

84 

80 

40 

0.0889 
0.8408 
1.096 
16.885 
7.T06 
0.2878 
0.0580 
0.1810 

50 

0.0485 
0.1170 
4.918 
81.141 
4.588 
8.878 
1.908 

60 

80 

0.1960 
8.955 
8.738 
8.S8S 
85  040 

100 

180 

140 

SUmes..... 

Total.... 

86.4870 

88.5018 

86.0875 

88.6140 

35.3100 

25.1498 
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Having  obtained  all  this  data,  it  was  possible  to  compute  the  hindered  set- 
tling ratios  of  different  minerals,  that  is,  tiie  ratio  of  the  diameters  of  those 
particles  which  are  equal  settling  under  hindered  settling  conditions-  The 
mode  of  computation,  to  obtain  the  ratio  of  diameters  of  the  particles  of  quartz 
and  galena  in  equilibrium,  for  any  given  column  or  bulb,  may  be  shown  by 
taking  as  an  example  Pig.  347,  and  bulb  No.  5  of  Table  306.  Here  the  average 
diameter  of  the  quartz  particles  was  obtained  by  multiplying  all  the  quartz- 
weights  for  bulb  No.  6  by  their  diameters,  (obtained  by  taking  a  mean  of  the 
sieve  hole  through  which  they  pass  and  that  on  which  they  rest),  and  dividing 
the  sum  of  the  products  by  the  sum  of  the  weights.  The  galena  figures  for 
bulb  No.  5,  treated  similarly,  give  an  avefirage  diameter  for  the  galena  particles. 
This  diameter  of  quartz  is  then  divided  by  the  diameter  of  the  galena.  Two 
other  bulbs  were  treated  in  the  same  way.  In  like  manner  computations  were 
made  upon  all  of  the  eleven  minerals,  using  three  bulbs  for  each,  and  these 
hindered  settling  ratios  are  given  for  all  of  the  minerals  except  magnetite  in 
Table  307. 
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no.  352. — SEPARATION  OF  QUARTZ  AND  CHALCOCITB  BY  TUBULAR  CLASSIFMB  AND 

SIEVES. 


TABLE  307. — HINDERED  SETTLING  RATIOS  OR  MULTIPLIERS  FOR  OBTAINING  THB 

DIAMETER  OF  THE  PARTICLE  OF  QUARTZ  WHICH  IN  THE  TUBULAR  OLASSIPIBB 

WILL  BE   IN   EQUILIBRIUM    WITH   THE   MINERAL   SPECIFIED. 


Ratio  of  the  Diameter  of  Quarts  to  that  of  the  MtaieraL 

Quarts  and 

Column  4. 

Column  6. 

Columns. 

7.791 
6.666 
6.881 
4.982 
4.718 
8.747 
8.246 
2.968 
2.000 
1.610 
0.181 

Column  7. 

Column  8. 

ATera«e. 

Oopper • 

8.378 
6.826 
4.924 
4.816 
4.944 
8.84T 
8.464 
2.7»5 
2.806 
1.702 

0.629 
6.644 
6.161 
4.942 
4.486 
8.617 
2.686 

8.606 

Oafeoa. 

6.842 

Wolframite 

6.166 

Antfanony 

4.807 

Gassiterite. 

4.096 

ArsenoDyrite 

8.787 

chaSSate!!!............;;::::;::. 

8.116 

8.640 

8.806 

2.042 
2.796 
0.180 

2.127 

Soidote 

2.067 

Anthracite 

0.176 

0.170 
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FIG.  353. — SEPAKATION  OF  QUARTZ  AND  MAGNETITE  BY  TUBULAR  CLASSIFIER  AND 

SIEVES. 


These  hindered  settling  ratios  give  ns  the  law  by  which  particles  of  different 
minerals  are  separated  under  hindered  settling  conditions.  They  show  that 
under  such  conditions  as  existed  in  the  tubular  classifier  on  grains  between  10 
and  100  mesh,  a  particle  of  galena  will  go  below  every  particle  of  quartz  whose 
diameter  is  less  than  5.842  times  the  diameter  of  the  galena  particle ;  a  particlo 
of  arsenopyrite  will  go  below  every  particle  of  quartz  whose  diameter  is  less 
than  3.737  times  the  diameter  of  the  arsenopyrite  particle,  and  so  on  for  the 
other  minerals.  By  comparing  these  hindered  settling  ratios  with  the  free 
settling  ratios  in  Table  261,  we  see  how  much  larger  the  former  are  and,  there- 
fore, how  much  easier  a  separation  may  be  effected  in  the  former  case.  We  also 
see  how  it  is  that  particles  which  are  equal  settling  under  free  settling  condi- 
tions can  be  separated  under  hindered  settling  conditions. 

§  469.  The  idea  of  classification  by  hindered  settling  of  minerals  taken  by 
pairs,  may  be  also  conveyed  by  Fig.  358,  which  represents  the  relative  sizes  and 
positions  in  the  vertical  columns  of  particles  of  minerals  of  two  specific  gravi- 
ties, both  ranging  from  the  same  maximum  diameters  to  dust,  just  as  they 
placed  themselves  in  the  tubular  classifier.     In  each  case  the  diameters  increase 
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FIG.  354. — SEPAKATION  OF  QUARTZ  AND  PYRRHOTITE  BY  TUBULAR  CLASSIFIER  AND 

SIEVES. 


downward,  but  the  largest  grain  of  quartz  cannot  get  below  the  horizon  of  the 
grain  of  galena  which  is  equal  settling  with  it  under  hindered  settling  condi- 
tions. The  same  is  true  of  quartz  and  arsenopyrite,  and  of  quartz  and  blende, 
but  it  will  be  noticed  that  the  quartz  is  associated  with  a  larger  grain  of  arseno- 
pyrite than  of  galena,  and  of  blende  than  arsenopyrite. 

The  eflfect  of  hindered  settling  may  be  seen  in  still  another  way  in  the  twelve 
Figs.  346  to  357.  If  any  of  these  be  rotated  90°  left  handed  before  the  eye 
of  the  reader,  it  will  then  represent  by  its  horizontal  layers  the  effect  of  an 
upward  current  corresponding  to  the  pulsion  of  a  jig  after  it  has  come  to  equilib- 
rium, it  being  understood  that  the  grains  of  the  two  minerals  of  each  layer  are 
mixed  together,  and  if  we  compare  the  figures  for  galena  (Fig.  347),  arsenopyrite 
(Fig.  351),  and  blende  (Fig.  355),  we  see  that  the  quartz  is  pushed  farther 
away  to  the  left  in  the  galena  figure,  less  far  in  the  arsenopyrite  and  still  less 
in  the  blende  figure.  This  is  because  the  quartz  is  in  equilibrium  with  the 
grain  of  galena  which  is  ^  of  its  diameter,  with  the  grain  of  arsenopyrite  which 
is  ^  of  its  diameter,  and  with  the  blende,  which  is  ^  of  its  diameter,  re- 
spectively. 
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PIQ.  355. — SEPARATION  OF  QUARTZ  AND  SPHALERITE  BY  TUBULAR  CLASSIFIER  AND 

SIEVES. 


The  results  obtained  in  the  tubular  classifier  tend  to  rive  the  impression  that 
there  is  a  sharply  defined  limit  between  free  settling  and  hindered  settling.  This 
is  probably  not  true,  but  rather,  there  is  a  gradual  transition  from  one  to  the 
other,  that  is,  between  the  conditions  which  existed  in  the  sorting  tube  cfxperi- 
nients  (§  355),  and  the  tubular  classifier  experiments  (§  467),  there  is  probably 
fl  region  where  Ihe  diameter  ratios  may  be  between  those  given  by  the  author  for 
free  settling,  and  those  for  hindered  settling.  This  region  has  not  yet  been 
explored.  If  such  is  the  case,  it  may  exist  in  the  sorting  columns  of  some  classi- 
fiers where  the  pulp  is  denser  than  usual. 

Lest  the  proportions  of  the  two  minerals  (equal  volumes)  used  in  the  tubular 
classifier  tests  (Figs.  346'  to  357),  might  have  influenced  the  results,  a  trial  test 
for  comparison  with  Fig.  347  was  made,  using  a  quantity  of  galena  equal  to 
about  T^  of  the  volume  of  quartz,  instead  of  equal  volumes  of  the  two  minerals. 
The  fourth,  fifth  and  sixth  bulbs  were  sized,  and  gave  hills  apparently  at  the 
same  points  as  shown  in  Fig.  347.  To  deknonstrate  the  point  still  further, 
weights  and  computations  were  made  upon  the  fourth  bulb,  and  yielded  the  ratio 
of  the  diameter  of  the  galena  particle  to  that  of  the  quartz — 1 : 5.966.     This 
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PIG.    356. — SEPABATION    OF    QUAKTZ    AND    EPIDOTB    BY    TUBULAR    CLASSIFIER    AND 

SIEVES. 


ratio  ia  practically  the  same  as  those  givon  in  Table  307  for  galena  and  quartz, 
and  therefore  demonstrates  that  the  relative  quantities  of  the  two  minerals  have 
nothing  to  do  with  the  law  of  hindered  settling.     Th3  ratio  of  diameters  is  fixed. 

One  or  two  interesting  facts  may  be  noted  here,  although  they  are  one  side 
from  the  main  thread  of  this  discussion.  In  the  first  galena  trial,  a  figure  of 
which  is  not  given  here,  it  was  found  that  fine  galena  appeared  in  the  first  bulb 
helow  30-mesh.  This  may  be  attributed  to  particles  abraded  during  the  subse- 
quent sifting  operation.  To  test  the  question,  the  galena-quartz  lot  was  mixed 
up  thoroughly  and  run  over  again  (see  Fig.  347),  and  this  time  the  fine  galena, 
below  the  main  range  of  galena  hills,  was  much  reduced,  proving  the  conjecture 
to  be  substantially  correct. 

Again,  the  fall-velocities  of  these  different  heaps  under  free  settling  condi- 
tions, were  taken  in  a  tube  (Fig.  359),  designed  by  C.  Le  Neve  Foster,  in  which, 
by  inverting  the  tube,  the  measure  may  be  taken  over  and  over.  The  results 
are  given  in  Table  308.  They  show  that,  for  example,  on  the  20-mesh  line, 
grains  of  galena  in  No.  1  are  faster  than  No.  2,  and  No.  2  than  No.  3,  also  for 
the  quartz  Nos.  5,  6  and  7  fall  in  that  order,  5  being  the  fastest,  and  7  the  slow- 
eft;  5  contains  the  20-mesh  grains  that  are  nearest  to  a  cube;  7  are  the  flat 
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FIG.  357. — SEPABATION  OF  (QUARTZ  AND  ANTHRACITE  BY  TUBULAR  CLASSIFIER  AND 

SIEVES. 


TABLE  308. — GALENA  AND   QUARTZ   HILLS  OF   FIG.    347   TESTED  WITH   THE  FBEB- 

FALLING    TUBE     (FIG.     359),    FOR    FALL-VELOCITIES — SERIES    OF 

BULBS   DRAWN    FROM   TUBULAR   CLASSIFIER. 


Series  of  Bulbs  Drawn  from  Tubular  Classifier. 

Sieve  Mesh. 

1. 

2. 

8.        1       .. 

6. 

6. 

7. 

8. 

9. 

Velocity  In  Millimeters  per  Second  (Mean  of  4  Determinations). 

On  12 

890.1 
886.8 
&36.8 
291.1 
282.7 
267.5 
240.8 
169.6 

861.2 
880.6 
814.7 
800.0 
278.6 
260.1 
232.2 
180.6 
lb2.5 

168.1 
159.9 
188.8 
185.5 

157.8 
157.8 
146.7 
127.5 
115.4 
106.6 

158.6 
144.4 
182.7 
121.9 
108.4 
101.6 
97.1 

*»   14 

109.0 
108.4 
112.1 
103.2 
99.0 
86.7 
78.6 
60.4 
47.8 

•*   16 

"   18 

248.8 
209.7 
246.9 
193.1 
166.7 
146.7 
128.4 
109.6 

'»   20 

"   24 

88.7 

**   80 

"   40 

145.6 
■"123.4* 

67.7 
51.6 
43.5 
88.7 
26.6 

»»   50 

109.6 
98.8 
88.7 
78.2 
66.1 

50.0 

»*   60 

87.4 
76.5 
63.8 
61.0 
46.9 
48.0 

88.S 

»•    80 

80.4 

»'  100 

76.2 

58.9 
62.8 
44.2 

81  4 

*'  120 

18.8 

»»  140 

18.1 

Slimes 



. 

§  470 


LAWS  OF  JIGGING. 


I 


o 

8 

8 

o 
o 
o 


o 
o 
o 
o 
o 

O 
O 
O 

8 

O 
O 

o 
o 
o 

o 


oyster-shell-like  grains,  that  fall  much  slower.  In  this  test  a  group  of  20  or 
30  grains  was  timed.  When  the  average  grain  passed  the  upper  and  lower 
marks  the  time  was  taken.  The  results  are,  therefore,  averages.  In  the  light 
of  these  facts  the  remarkable  resemblance  which  was  observed  between  these  two 

y^^     tests  of  galena  and  quartz,  the  second  one  of 

I        which  is  shown  in  Fig.  347,  becomes  more  in- 

I        teresting;  for  it  is  probable  that,  with  certain 

I        latitude,  the  particles  of  the  first  test  found 

o        their  way  back  to  the  same  identical  h3ap  in  the 

O  ^  o  Q       second  test.     This  principle  of  almost  absolute 

r^  o  o  o        predestination  of  particles  for  their  own  ap- 

^^  ^  -  O       pointed  places  in  ore-dressing  is  very  import- 

O       ant. 

p\  It  will  be  noticed  that  the  light  color  of  the 

^       slimes  of  the  9th  bulb,  in  Figs.  346  to  357,  is 
\y      almost  always  marked  when  compared  with  its 

O  neighbors  on  the  right  and  left  of  it.  This  be- 
ing a  truly  sorted  product,  the  finer  dark 
mineral  hides  itself  beneath  the  coarser  light 
mineral.  This  shows  in  all  the  sets  except  copper 
which  had  no  slimes  in  the  10th  bulb,  magne- 
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FIG.      359.— 
REV  ERSI- 

86.4  Bs 

358. — GRAPHICAL     BEP- 

BLB    FREB- 

ffiSENTATION      OF      HIN- 

F     A     L    L 

)BRED  SETTLING. 

TUBE. 

FIG. 

360. — PULSION   JIG. 


tite  which  had  almost  none,  and  epidote"  the  fine  powder  of  which  is  extremely 
light  colored  and  of  which  the  tenth  slimes  are,  therefore,  as  light  as  the  ninth. 
§470.  Pulsion  Jig  Tests  of  Hindered  Settling. — Having  obtained  the 
hindered  settling  ratios  for  a  continuous  current,  it  was  next  necessary  to  ascer- 
tain if  an  intermittent,  pulsating  current  would  produce  any  variation  there- 
from. To  test  this  question,  a  pulsion-jig  was  designed,  which  is  shown  in 
Fig.  360.  It  consists  of  a  tin  funnel,  a,  with  overflow,  h,  connected  with  rub- 
ber connector,  c,  to  a  glass  tube,  d,  cut  apart  at  h  for  the  insertion  of  a  disc  of 
sieve-cloth.  The  two  parts  are  held  together  by  two  clamps,  e  and  /,  and  two 
bolts,  g,  g,  and  the  joint,  at  h,  is  made  tight  by  a  belt  of  rubber  plaster.  The 
tube  has  a  branch,  k,  joined  by  a  rubber  connector,  o,  to  a  common  plug-cock,  p, 
provided  with  a  gear-wheel,  q,  which  intermeshes  with  a  larger  gear,  r,  having 
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a  crank,  s,  turned  by  hand.  Water  is  supplied  through  the  rubber  hose,  i,  and 
the  hydrant,  u.  Th?  lower  end  of  the  tube  is  drawn  down  to  6.35  mm.  in  diam- 
eter at  I,  and  by  rubber  connector,  m,  is  joined  to  a  bulb,  n,  for  receiving  what 
passes  through  the  sieve. 

The  method  of  operating  this  pulsion-jig  is  simply  to  turn  on  the  water  gently 
at  u,  and  revolve  the  crank,  s,  at  the  speed  desired.  The  revolution  of  the  plug- 
cock,  p,  makes  and  breaks  the  water  connection,  and  the  rubber  tube,  t,  is  elastic 
enougn  to  act  as  an  accumulator  for  the  instant  that  the  water  is  6hut  oflf.  The 
sand  fed  in  at  the  funnel,  a,  quickly  falls  to  the  sieve,  h,  and  then  receives  a 
series  of  intermittent  upward  pulsations  from  the  movement  of  the  water.  The 
sand  is  therefore  subjected  to  an  upward  curr?nt  of  water  at  one  instant,  which 
remains  stagnant  the  next  instant.  These  pulsations  may  be  given  at  any  rate 
up  to  800  per  minute. 


FIG.   361. — SEPARATION   OP  QUARTZ    (SP.  OR.   2.64)    AND  GALENA    (SP.  OB.    7.586) 

BY  PULSION  JIG  AND  SIEVES. 


Two  tests  were  made  with  the  pulsion- jig,  one  upon  galena  and  one  upon 
sphalerite,  each  paired  with  quartz.  For  convenience,  when  in  use,  the  sieve 
was  removed,  it  having  been  demonstrated  to  the  eye  that  the  action  was  pre- 
cisely the  same  whether  the  sieve  was  there  or  not.  This  permitted  the  products 
to  be  drawn  off  by  the  bulb  in  series,  exactly  as  they  were  in  the  tubular  classi- 
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fier  test,  and  the  products  so  drawn  off  were  sized,  and  the  different  little  hills 
were  laid  out  and  photographed  as  before  (see  Figs.  361  and  362). 

The  ratio  for  three  columns  of  hills  computed  by  the  method  adopted  for  the 
tubular  classifier,  yielded  for  the  two  pairs  of  minerals  treated,  ratios  of  diame- 
ters given  in  Table  309,  which  are  practically  identical  with  those  of  Table 
307,  obtained  in  the  tubular  classifier.  It  is  evident,  therefore,  that  nothing 
whatever  has  been  gained  by  substituting  intermittent  pulsion  for  continuous 
current,  and  would  seem  to  indicate  that  Rittinger  was  wrong  in  his  theory 
that  the  advantage  of  a  jig  over  free  settling  was  due  to  the  intermittent  pul- 
sion of  the  foi-mer,  which  caused  the  grains  to  have  periods  of  acceleration 
during  which  the  smaller  particle  of  the  heavy  mineral  came  to  its  full  velocity 
sooner  than  the  larger  particle  of  the  light  mineral. 
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FIQ.    362. — SEPARATION    OF    QUARTZ     (SP.    GR.    2.64)    AND    SPHALERITE    (SP.    QB. 
4.046)   BY  PULSION  JIG  AND  SIEVES. 


It  is  interesting  to  notice  how  closely  Fig.  361  for  quartz  and  galena,  and 
Fig.  362  for  quartz  and  sphalerite,  as  obtained  by  the  pulsion-jig,  resemble 
Figs.  347  and  355,  for  the  same  minerals  as  obtained  by  the  tubular  classifier. 
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TABLE   309. — RATIOS   OR    MULTIPLIERS   FOR   OBTAINING    THE   DIAMETER    OF   TBUE 

PARTICLE  OF  QUARTZ,  WHICH  IN  THE  PUL8I0N-JIG,  WILL  BE  IN 

EQUILIBRIUM  WITH  THE  MINERAL  SPECIFIED. 


Qaartawith 

Mineral  Diameter. 

Columns. 

Column  0. 

Column  7. 

Average. 

OiLi«n» ,   ,  

7.W1 
8.0tt 

6.106 
8.148 

6.074 
1.978 

6.118 
2.078 

SDfaalerite. 

§  471.  Munroe's  Tests.** — The  difference  which  has  been  found  between  the 
free  settling  ratio  and  the  hindered  settling  ratio  of  any  two  minerals  has  been 
explained  by  Prof.  H.  S.  Munroe  in  1889,  as  due  to  the  effect  of  interstitial 
currents. 

He  tested  the  effect  of  confined  space  upon  falling  particles.  He  timed 
different  sizes  of  lead  shot,  or  spheres,  falling  in  a  narrow  glass  tube  filled  with 
water  (Fig.  363).  If  d  equals  the  diameter  of  the  shot,  and  D  that  of  the 
tube,  he  found  that  the  larger  the  fraction  ^  the  greater  was  the  retardation 
or  loss  of  velocity  by  the  shot.  When  this  fraction  equals  unity,  the  shot  stops, 
and  on  the  other  hand,  when  the  fracture  equals  -jV  or  less,  then  the  hindering 
effect  has  practically  disappeared  and  free  settling  conditions  exist.  He  applies 
this  principle  to  the  question  of  equal-settling  particles,  as  follows:  If  par- 
ticles of  quartz,  for  example.  Fig.  364,  are  represented  by  the  larger  circles. 


FIG.     363. — 

7ALL I N  O 
SPHERES. 
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FIG.  364. — ^IN- 
TERS T  I  T  I  A  L 
FALL. 
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FIG.  365. — IMAGINARY 
TUBES  OF  INTERSTI- 
TIAL  FALL. 


and  those  of  equal-settling  galena  by  the  smaller  circles,  then  when  these  mixed 
particles  are  settling  en  masse,  or,  are  held  in  suspension  by  a  rising  current 
of  water,  each  particle  may  be  considered  to  be  falling  in  a  tube,  the  walls  of 
which  consist  of  the  surrounding  particles.  Substituting  a  circle  in  each  case 
for  the  imaginary  tube,  we  have  Fig.  365,  representing  the  conditions  for 
galena  and  quartz,  the  outer  circle  representing,  in  each  case,  the  imaginary 
tube.  A  glance  is  sufficient  to  show  us  that  the  fraction  ^  is  much  smaller 
for  the  galena  particle  than  it  is  for  quartz.  The  galena  particle  will,  there- 
fore, be  less  impeded  in  its  fall  than  the  quartz,  and,  in  consequence,  the  par- 
ticles of  galena  that  are  found  adjacent  to  the  particles  of  quartz  will  be  smaller 
than  the  ratio  which  the  law  of  free  settling  particles  would  indicate.  Pro- 
fessor Munroe  infers  that  these  interstitial  currents  account  for  the  fact,  made 
use  of  in  the  mills,  that  a  jig  will  save  galena  which  is  much  finer  than  would 
be  the  case  if  the  law  of  free  settling  particles  was  the  only  law  of  jigging. 
And  he  finally  concludes,  by  equating  his  formulas,  that  the  ratio  of  diameters 
for  the  quartz  and  galena,  after  the  interstitial  currents  have  brought  the 
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grainB  to  equilibrium^  will  be  as  30 :  1^  which^  however^  is  much  larger  than 
the  ratio  of  5.8 : 1,  obtained  by  the  author  from  actual  tests.  In  Professor 
Munroe's  own  words: 

'TVe  see,  therefore,  that  if  the  material  to  be  treated  is  sized  between  the 
limits  of  1  mm.  and  30  mm.,  it  will  be  possible  to  separate  the  quartz  from  the 
galena.  All  the  spheres  of  galena  will  have  a  greater  falling  velocity  than  the 
l-mm.  grain;  all  the  quartz  will  rise  more  readily  and  fall  more  slowly  than 
the  30-mnL  grain.'' 

§472.  Suction,  General  Principles. — This  term  is  used  to  define  the 
period  when  a  water  current  is  passing  down  through  the  sand  resting  on  the 
sieve  of  a  jig.  This  down  current  will  carry  with  it  any  particle  that  is  small 
enough  to  pass  through  the  interstices  between  the  larger  grains ;  but  the  arrange- 
ment which  these  grains  have  derived  from  the  previous  pulsion  (see  §470), 
exercises  a  controlling  effect  upon  the  work  that  suction  is  to  do. 

It  has  been  shown  already  that  the  higher  its  specific  gravity,  the  smaller 
will  be  the  diameter  of  a  grain  of  mineral  which,  under  hindered  settling  con- 
ditions during  pulsion,  is  adjacent  to  and  in  equilibrium  with  any  given  grain 
of  quartz  (compare  galena  with  blende  in  Fig.  358),  and  therefore  the  easier 
will  the  former  pass  down  through  the  interstices  between  its  associated  quartz 
grains,  when  the  suction  of  a  downward  current  begins  to  act  upon  it. 

Carrying  this  line  of  ar^ment  still  further,  one  sees  that  if  it  can  be  proved 
that  the  size  of  the  interstices  between  the  quartz  grains  bears  a  certain  definite 
ratio  to  the  diameter  of  the  quartz,  in  fact  that  there  is  a  definite  interstitial  ratio, 
then  as  a  consequence,  the  heavy  minerals  can  at  once  be  divided  into  two  groups, 
according  to  their  behavior  under  suction:  (1)  Those  higher  gravity  minerals, 
the  diameter  of  which  under  hindered  settling  conditions  is  smaller  than  the 
interstices  between  the  adjacent  quartz  grains.  (2)  Those  lower  gravity  min- 
erals, the  diameter  of  which  under  hindered  settling  conditions  is  larger  than 
the  interstices  between  the  adjacent  auartz  grains;  or,  in  other  words,  those 
minerals  the  hindered  settling  ratios  of  which  is  (1)  greater  than,  and  (2)  less 
than  the  interstitial  ratio  of  quartz.  The  minerals  of  the  first  group  will  be 
easily  sucked  down  by  the  descending  cur- 
rent and  pass  through  the  jig  sieve  into 
the  hutch  below.  The  minerals  of  the  sec- 
ond group  will  be  more  difficultly  drawn 
down. 

§473.  The  Author's  Tests  on  Suc- 
tion.— In  order  to  throw  light  upon  the 
relation  of  the  hindered  settling  ratio  to 
the  interstitial  ratio,  and  to  bring  out  any 
other  facts  which  might  come  to  light,  a 
little,  movable  sieve  jig  shown  in  Fig.  366, 
was  designed.  It  consists  of  a  glass  tube, 
aAAA,  127  mm.  long,  32  mm.  in  bore, 
which  is  cut  at  tX  into  two  parts, 
102  mm.  and  25.4  mm.  long  respectively 
— ^the  102  mm.  being  above  the  sieve;  a 
disc  of  sieve-cloth,  t,t,  is  inserted  between 
them;  the  parts  are  held  together  by  the 
wooden  bars  6,6,  and  the  bolts,  e^e,  with 
nuts,  d,d.    Power  is  transmitted  through 

the  rod,  h,u,  the  beam,  ;,  oscillating  upon  a  pivot,  A:,  a  connecting-rod,  I,  a  small 
pulley,  m,  with  crank-pin,  a  belt,  n,  and  a  large  pulley,  o,  driven  by  a  crank,  p. 
The  cross-bar,  f,  and  the  lock-nuts,  g,g,  are  used  simply  to  stiffen  the  rod,  u.    The 
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jig  is  Buspended  in  a  glass  jar,  8,  with  water  level  at  r.  By  turning  the  crank, 
p,  an  oscillating  motion  up  and  down  is  given  to  I,  received  by  u,  and  transmitted 
to  the  jig-sieve,  t,i.  The  amount  of  oscillation  may  be  controlled  by  connecting 
u  with  j,  by  means  of  any  of  the  holes,  t.  The  smallest  oscillation  was  3.2  mm., 
the  largest,  15.9  mm.     The  latter  was  preferred  for  the  tests. 

By  means  of  this  jig  and  of  the  pulsion  jig  (Fig.  360),  already  described, 
the  effects  of  pulsion  and  suction  were  studied  in  three  different  combinations, 
namely,  pulsion  with  much,  with  little,  and  with  no  suction. 

1.  Pulsion  with  Much  Suction. — When  the  jig  (Fig.  366),  is  run  with  the 
glass  tube  elevated  38.1  mm.  above  the  surface  of  the  water  at  the  lowest  point 
of  its  stroke,  the  jig  operates  during  the  first  few  pulsions  as  a  lift-pump, 
elevating  the  surface  of  the  water  within  its  tube  until  the  inside  water-level 
is,  perhaps,  25.4  mm.  above  the  outside  level,  the  sand-particles  acting  like  so 
many  little  valves.  Thus  it  reaches  equilibrium,  and,  from  this  time  on,  the 
suction  due  to  the  downward  rush  of  water  must  be  equal  to  the  pulsion  due  to 
the  upward  rush  of  water.  The  whole  bed  of  the  jig  so  run  is  tight  and  only 
slightly  mobile.  The  strong  suction  compacts  it  more  or  less.  Mobility  may 
be  partially  restored  by  using  a  longstroke. 

2.  Pulsion  with  Little  Swc/ion.— When  the  jig  (Fig.  366),  is  run  with  the 
glass  tube  inundated  to  a  depth  of  22.2  mm.  below  the  surface  of  the  water  at 
the  lowest  point  in  its  stroke,  then,  during  the  downward  movement  of  the 
sieve,  a  full  pulsion  movement  is  given  to  the  water  as  it  passes  up  through  the 
sieve,  and  the  sand  settles  through  it.  But,  on  the  upward  movement  of  the 
sieve,  the  sand  settles  in  the  sieve,  and  comparatively  little  suction  results  from 
the  inertia  of  the  water.  The  reason  is,  that  there  is  a  free  discharge  of  the 
water  at  the  top  of  the  glass  tube.  Here  we  have  pulsion  with  little  suction. 
The  whole  bed  of  the  jig  run  in  this  way  is  loose  and  very  mobile.  There  is 
rot  enough  suction  to  compact  it.  A  shorter  stroke  suffices  for  mobility  than 
in  the  case  of  much  suction. 

3.  Pulsion  with  no  Suction. — ^When  the  pulsion  jig  (Fig.  360),  is  used  upon 
mixed  sands,  it  matters  not  whether  we  revolve  the  cock  rapidly,  giving  rapid, 
small  pulsions  with  short  intervals  of  repose,  or,  more  slowly,  giving  fewer  and 
stronger  pulsations  with  longer  periods  of  repose — ^the  result  is  the  same.  The 
sands  are  treated  by  pulsion  without  suction.  The  whole  bed  of  this  jig  is 
extremely  loose  and  mobile,  there  being  no  suction  to  compact  it. 

TABLE   310. — JIGGING   QUARTZ   AND   8PHALBRITB    (bLENDE). 


1.788  • 
1.785 

1.786 
1.000 

1.785 
0.666 

1.786 
0.486 

1.785 
0.841 

1.785 

TklnvnAfAr  nf  nl^nclA  In  mm 

0.107 

Series  1,  with  much  Suction. 

PulslooB  needed  for  neparation 

Percent  of  blende  brought  down 

"•^sr 

1,678 
06 

1,750 
06 

897 
06 

808 
00 

888 
00 

Series  2,  with  litUe  Suction.     . 

Pulsions  needed  for  separation 

Percent  of  blende  brought  down 

306 
09 

888 
00 

846 
100 

'•"S 

1,W0 
07 

Infinity  (a) 
0 

Series  8,  with  no  Suction. 

Pulsions  needed  for  separation 

Percent  of  blende  brought  down 

147 
08 

808 
05 

406 
(c)50 

Infinity  (6)  Infinity  (5) 
0                  0 

Infinity  (6) 
0 

(o)  The  sphalerite  all  floated  up.  (/>)  Not  tried;  the  sphalerite  would  undoubtedly  hare  nearly  if  not  quite 
all  floated  up.    (c)  No  more  would  come  down. 

In  all  the  tests  upon  jigging  now  to  be  described,  unless  otherwise  stated,  the 
stroke  of  the  jig  was  15.9  mm.;  the  layer  of  quartz  was  51  mm.  thick;  the 
laver  of  the  added  mineral  to  be  separated  from  the  quartz,  was  4.76  mm.  deep. 
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and  placed  on  top  of  the  quartz.  A  IB-mesh  sieve  was  used  in  the  jig  through- 
out the  tests.  I'he  rate  of  the  pulsations  varied  sonijewhat^  as  will  be  seen  by 
reference  to  the  original  paper,'®  but  the  mean  was  a  little  over  300  per  minute. 
In  each  test,  the  number  of  pulsations  necessary  to  settle  the  heavy  mineral  was 
counted^  and  the  percentage  of  the  latter  settled  was  estimated  by  the  eye. 
These  last  two  values  served  for  comparing  the  tests.  A  high  number  of  pul- 
sions indicates  difficult  separation;  a  low  number  indicates  easy  separation. 

A  series  of  tests  was  made  with  quartz  and  blende,  to  note  the  behavior  of  six 
different  sizes  of  blende,  paired  one  at  a  time  with  a  standard  size  of  quartz, 
tinder  conditions  of  much  suction,  of  little  suction  and  of  no  suction.  The 
results  are  given  in  Table  310. 

§  474.  On  examination  of  these  results,  one  sees  first,  that  much  suction  gives 
very  difficult  separation  on  the  three  coarser  sizes  of  blende,  and  very  easy  on 
the  three  finer  sizes.  There  is,  in  fact,  an  extraordinary  break  between  the 
two  diameters  of  blende,  0.665  mm.  and  0.495  mm.  To  what  does  this  point? 
Clearly  the  0.495-mm.  grain  is  fine  enough  to  be  rapidly  drawn  down  through 
the  interstices,  while  0.665  mm.  is  not.  The  author  considers  that  this  meas- 
ures approximately  the  size  of  the  interstices  in  quartz  of  1.735-mm.  diameter 
to  be  0.495  mm.,  showing  the  quartz  grains  to  be  ^^=3.50  times  as  large  aS' 
the  interstices  between  them.     That  is,  the  interstitial  ratio  of  the  quartz  is  3.50. 

The  reader  may  well  say  here  that  there  is  nothing  to  indicate  that  grains  of 
blende  between  0.495  mm.  and  0.665  mm.  will  not  be  readily  sucked  down  between 
grains  of  quartz  1.735  mm.  diameter  and  consequently  that  the  figure  3.50  may 
ba  too  large.  Time  was  not  available  to  answer  this  question,  and  rather  than 
to  make  any  assumption,  the  author  prefers  to  consider  3.50  as  the  interstitial 
factor.  An  indication  that  it  may  be  too  large  is  found  in  §  430,  where  the  study 
of  actual  mill  factors  shows  an  average  of  2.9. 

Secondly,  with  no  suction,  the  first  two  sizes  of  blende  show  easy  jigging, 
while  the  last  four  make  little  or  no  separation. 

Thirdly,  little  suction  is  much  like  no  suction,  differing  from  it  only  in  the 
fact  that  on  the  coarse  grains,  jigging  is  not  quite  so  easy,  and  on  the  fine  grains, 
jigging  is  not  quite  so  difficult. 

A  similar  series  of  tests  was  made  upon  quartz  and  galena,  to  note  the  be- 
havior of  six  different  sizes  of  galena  paired,  one  at  a  time,  with  a  standard  size 
of  quartz.    The  results  are  given  in  Table  311. 


TABLE    311. — ^JIGGING    QUARTZ    AND 

GALENA. 

TtlAtnAfAip  e\f  miArt.K  In  mffi      

1.785 

1.735 

i.oao 

1.T86 

aeas 

1.785 
0.496 

1.785 
0.841 

1788 
0.107 

Series  1,  with  much  Suction. 

857 
100 

808 
100 

,748 
98 

887 
99 

190 
100 

86 
100 

Series  8,  with  little  Suction. 

PuMons  needed  for  separation 

Percent  of  galena  brought  down 

96 

100 

884 
100 

158 
08 

810 
99 

168 
100 

854 

(a) 

Series  8,  with  no  Suction. 

Pulsions  needed  for  separation 

Percent  of  galena  brought  down 

18 
100 

60 
100 

68 
98 

888 
96 

888 
(a)  80 

Infinity. 

(6) 

<a)  The  more  cubical  grains  apparently  went  down  and  the  flatter  srrains  floated  up.  (6)  Not  tried  as  the 
galena  would  undoubtedly  have  all  floated  up. 

On  examination  of  these  results,  one  sees  that  galena  is  of  such  high  specific 
gravity  and  the  separation  takes  place  so  easily  that  the  rules  laid  down  above 
do  not  apply  with  the  same  force  as  with  the  blende  set,  but  yet  they  sufficiently 
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corroborate  those  rules  to  let  them  stand  for  heavy  as  well  as  for  light  minerals. 
We  notice  little  suction  is  everywhere  superior  to  much  suction,  except  on  the 
very  finest  size,  where  much  suction  is  more  rapid  and  more  effective.  No 
suction  is  extraordinarily  rapid  on  the  three  coarse  sizes,  but  falls  away  on  the 
fourth,  and  breaks  down  entirely  on  the  two  finest  sizes. 

The  author  also  found  that  by  jigging  with  much  suction,  small  grains  of 
quartz  (0.495  mm.  and  less),  can  be  drawn  down  through  the  interstices  between 

large  grains  (1.735  mm.),  of  the  same 
minersd  while  jigging  with  no  suction 
forces  them  up  to  the  top  of  the  bed. 

The  author,  in  considering  the  inter- 
stitial ratio,  sought  some  geometrical 
representation  to  picture  the  small  grain 
of  concentrates  passing  through  inter- 
stices between  the  large  grains  of  quartz. 

PIG.  367?"^  "^^  ^^^'  ^^^  *^®  diameters  of  the  spheres 

of  quartz  a  a  a,  will  be  6.50  times  that  of 
the  ore,  h,  when  the  ore  can  slip  between  the  quartz,  while  the  diameters  of  the 
quartz  spheres,  c  c  c  c,  will  be  only  2.44  times  that  of  the  ore,  d.  The  interstitial 
ratio  obtained  for  quartz,  3.50,  makes  the  space  smaller  than  d,  but  larger  than  6. 

§  475.  Hoppe's  Tests  on  Suction. — Hoppe*'*  proved  the  effect  of  suction  by 
experimenting  upon  a  full  sized  jig  at  an  earlier  date,  though  the  fact  was  un- 
known to  the  author  when  making  his  experiments,  as  follows: 

His  jig  had  92  throws  per  minute  of  60  mm.  each  and  a  3-mm.  screen;  on 
this  screen  he  placed  a  bed  of  calcite,  35  mm.  thick,  composed  of  grains  that 
had  passed  through  an  18-mm.  hole  and  rested  on  a  13-mm.  hole  and  on  the  top 
of  this  another  layer  of  3-mm.  calcite  35  mm.  thick.  On  starting  the  jig,  the 
whole  of  the  3-mm.  calcite  vanished  at  the  first  stroke  and  after  a  short  time  it 
had  mostly  passed  through  the  sieve  into  the  hutch.  A  second  experiment  was 
made,  using  5-mm.  calcite  instead  of  3-mm.  for  a  top  layer.  This  became  mixed 
only  gradually  with  the  coarse  bottom  layer,  so  that  at  the  end  of  the  jigging 
the  two  layers  were  pretty  uniformly  mixed,  with  the  5-mnu  particles  perhaps 
slightly  in  excess  near  the  top.  Next,  using  a  throw  of  38  mm.  and  a  2-mm. 
screen,  he  put  on  a  lower  layer  50  mm.  thick,  consisting  of  a  mixture  of  13-  to 
18-mm.  calcite,  of  5-mm.  calcite  and  of  3-mnL  calcite.  Upon  this  he  placed 
some  more  of  this  mixture  of  calcite  to  which  had  been  added  a  mixture  of 
similar  sizes  of  galena.  After  100  strokes  or  about  a  minute,  the  minerals  were 
perfectly  separated  into  two  layers,  and  each  layer  had  perhaps  more  coarser 
grains  below  and  finer  grains  above. 

His  final  experiment  was  similar  to  the  last,  except  that  a  mixture  of  all  the 
unfinished  products  of  the  mill  from  18  mm.  downward,  was  added  to  the  top 
layer.  After  100  strokes,  he  found  the  galena  completely  below;  the  blende  and 
other  middle  products  between,  and  the  calcite  above.  He  concludes  that  this 
would  seem  to  call  for  a  roughing  jig  without  preliminary  sizing  or  classification. 

Hopj)o's  work  shows  that  3-mm.  calcite  can  be  sucked  down  freely  through 
13-  to  18-mm.  calcite,  while  5-mm.  calcite  cannot.  Looking  for  the  cause,  we  find 
the  mean  of  13  and  18  mm.  is  15.5  mm.  and  the  diameter  ratios  will  be  respectively 
for  3-  and  5-mm;  grains  i^=5.2  and  ^=3.1.  The  3-mm.  particle  has, 
therefore,  a  larger  diameter  ratio  than  the  author's  interstitial  ratio  (3.5), 
while  the  5-mm.  has  a  smaller  ratio,  and  therefore,  should  not  be  sucked  down 
easily. 

§  476.  Author's  Tests  on  Jiooinq  Mixed  Sizes. — ^The  author  tried  jigging 
mixed  sizes  through  10  mesh,  of  each  of  the  twelve  minerals  of  Table  257^  paired 
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with  quartz.  The  tailings  were  in  every  case  separated  from  the  heads,  and 
sized  on  the  nest  of  sieves  (Table  258),  and  the  per  cent,  of  the  heavy  mineral 
estimated  by  the  eye  in  every  one  of  the  sizes.  Tables  of  the  results**  from  much 
suction,  little  suction  and  no  suction,  gave  an  idea  of  whether  the  mineral  jigged 
easily  or  not  from  this  point  of  view. 

The  results  of  much  suction,  arranged  in  tabular  form,  showed  that  the  tail- 
ings from  jigging  minerals  heavier  than  arsenopyrite  were  decidedly  better  than 
the  tailings  from  jigging  that  mineral,  while  the  tailings  from  jigging  lighter 
minerals  were  very  little  worse.  The  author  is  inclined,  therefore,  to  draw  the 
line  between  easy  and  difficult  jigging  at  arsenopyrite.  The  hindered  settling 
ratio  of  this  mineral,  with  respect  to  quartz,  is  3.7,  and  this  would  make  the 
interstitial  ratio  of  the  quartz  equal  that  amount,  which  is  a  little  above  3.60, 
the  interstitial  ratio  previously  deduced  in  §  474.  This  interstitial  ratio  will 
vary  somewhat  with  the  fracture  of  the  quartz  and  also  of  the  heavy  mineral, 
since  it  is  measured  practically  by  the  ease  with  which  the  small  particles  of  the 
latter  pass  through  the  interstices  of  the  quartz. 

It  is  clear  that  suction  ratios  (similar  to  hindered  settling  ratios,  or  inter- 
stitial ratios)  which  shall  represent  the  ratio  of  the  diameters  of  particles  of 
two  different  minerals  which  are  in  equilibrium  under  the  effect  of  suction,  can- 
not be  made,  owing  to  the  fact  that  the  ratio  is  a  variable  under  varying  condi- 
tions. The  only  thing  that  can  be  said  is  that  suction  ratios  will  be  much 
larger  than  hindered  settling  ratios. 

§  477.  Final  Conclusions. — To  sum  up  all  of  the  preceding  tests  on  hindered 
settling  and  suction,  they  clearly  point  to  the  following  rules  of  jigging: 

(1)  For  jigging  closely  sized  products,  to  get  the  highest  speed  of  separation, 
use  as  little  suction  as  the  water  supply  will  permit. 

(2)  For  jigging  classified  products  where  the  hindered  settling  ratio  is  equal 
to  or  larger  than  the  interstitial  ratio,  or  in  other  words,  where  the  concentrates  ar  j 
smaller  than  the  interstices  between  the  grains  of  the  gangue,  use  suction. 

(3)  For  jigging  classified  products  where  the  hindered  settling  ratio  is  less 
than  the  interstitial  ratio,  or  in  other  words,  where  the  concentrates  are  larger 
than  the  interestices  between  the  grains  of  gangue,  use  suction. 

(4)  For  jigging  mixed  sizes  and  gravities,  natural  products,  or  products  not 
closely  sized,  suction  is  suitable,  as  no  suction  fails  to  save  the  finer  sizes. 

The  amount  of  suction  required  in  each  case  must  be  studied  out  upon  the  spot. 
In  general.  No.  3  will  probably  require  a  little  less  suction  than  No.  4,  and  No. 
4  a  little  less  than  No.  2.  In  this  connection  see  §  455  in  regard  to  the  effect  of 
saction  in  hardening  the  whole  bed. 

The  degree  of  sizing  needed  as  preparation  for  jigging,  if  we  are  looking  for 
the  most  perfect  work,  depends  solely  upon  the  hindered  settling  ratio  of  the 
minerals  to  be  separated.  If  the  ratio  is  above  3.5  (assuming  this  value  to  be. 
suflBciently  proved),  then  sizing  is  simply  a  matter  of  convenience.  The  fine 
slimes,  should,  of  course,  be  removed ;  and,  if  it  is  more  convenient  to  send  egg- 
size,  nut-size,  pea-size  and  sand-size,  each  to  its  own  jig,  the  suitable  screens 
should  be  provided  for  this  purpose,  and  a  hydraulic  separator  for  grading  the 
finer  sizes.  But  if,  on  the  other  hand,  the  ratio  is  below  3.5,  then  the  jigging 
of  mixed  sizes  cannot  give  perfectly  clean  work,  and  the  separation  will  be  ap- 
proximate only.  To  effect  the  most  perfect  separation,  close  sizing  must  be. 
adopted,  and  the  closer  the  sizes  are  to  each  other,  the  more  rapid  and  perfect 
will  the  jigging  be.  There  may  be  conditions  where  the  jigging  of  mixed  sizes 
of  this  class  will  be  considered  sufficiently  satisfactory,  as  an  expedient,  under 
the  circumstances. 

In  the  light  of  the  foregoing  work,  it  is  not  possible,  owing  to  the  variable, 
effect  of  suction,  to  calculate,  theoretically,  sieve  scales  which  depend  upon  the 
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diflPerence  in  specific  gravity  of  minerals  to  be  separated,  that  is^  it  is  not  possi- 
ble to  give  an  exact  range  of  sizes  within  which  separation 
is  easy  and  beyond  which  separation  is  difficult. 

§478.  Pulsion  and  Suction  Investigated  in  the 
Mills. — To  investigate  still  further  the  laws  of  pulsion 
and  suction  upon  jigs  in  action,  a  jig  indicator  was  de- 
signed and  tests  of  jigs  made  in  a  number  of  mills.  The 
indicator  (see  Fig.  368),  consists  of  a  cylinder,  a,  of  brass 
203  mm.  long,  152  mm.  diameter,  with  its  axis  vertical, 
suspended  from  and  continuous  with  a  bicycle  ball  bear- 
ing, h,  to  eliminate  friction.  The  cylinder  is  rotated  by 
clock-work,  c,  with  a  wind-wheel  escapement,  d,  and  can  be 
made  to  revolve  from  3  to  25  times  per  minute,  according  to 
the  size  of  the  wind-wheel.  Upon  the  surface  of  the  cylin- 
der is  wrapped  a  piece  of  paper,  203  mm.  wide  and  508  mm. 
long,  upon  which  the  curves  are  drawn.  Two  vertical 
recording  rods,  e^^e^^  running  in  anti-friction  roller-guides, 
ffff,  with  pencils,  g  g,  attached,  and  provided  with  de- 
vices for  throwing  them  into  gear  and  out  of  gear,  serve 
to  record  vertical  motion  upon  the  paper.  The  abscissa 
of  the  curve  represents  time,  the  ordinate  represents  movement  up  and  down. 
The  curve  of  the  plunger  is  obtained  by  a  vertical  rod,  h,  held  down  on  the 
top  of  the  plunger  and  transmitting  the  oscillations  of  the  latter  by  a  hori- 
zontal beam,  i,  oscillating  upon  its  center  point,  j,  as  a  pivot  to  one  of  the 
recording  rods,  Cj.  When  the  plunger  moves  down,  its  pencil  records  an  up- 
ward motion,  and  vice  versa.  To  get  the  curve  of  the  surface  of  the  water, 
a  slab  of  cork,  I,  254  mm.  square  and  25  mm.  thick,  is  floated  upon  it  and 
attached  to  the  other  recording  rod,  e^,  direct.  Here  the  motion  of  the  pencil  is 
the  same  as  that  of  the  water.  The  curve  of  the  top  layer  of  quartz  sand  is 
obtained  by  placing  on  the  sand  a  piece  of  sieve-cloth  a  little  finer  in  mesh  than 
the  grains  of  quar^.  This  pulsates  up  and  down  with  the  sand^  and  when  con- 
nected to  one  of  the  recording  rods,  e^,  gives  the  curve  of  the  quartz.  The  curve 
of  the  ore  bed  which  underlies  the  quartz  may  be  obtained  by  sinking  the  piece 
of  sieve-cloth  to  the  desired  depth  and  attaching  it  to  the  recording-arm,  e^. 

Pour  curves  are  thus  obtained :  that  of  the  plunger,  marked  P  on  the  diagrams ; 
that  of  the  water,  marked  W;  that  of  the  quartz  or  rock,  marked  R;  and  that 
of  the  ore  bed,  marked  0.  The  diagrams  are  shown  in  Figs.  369  to  380  inclu- 
sive, all  of  which  are  drawn  to  scale. 

In  the  actual  performance  of  the  tests  two  curves  only  are  taken  at  a  time, 
namel V :  those  of  the  plunger  and  the  water ;  those  of  the  nlunger  and  the  quartz 
or  rock ;  and,  finally,  those  of  the  plunger  and  the  ore  bea.  The  diagrams  have 
been  constructed  by  combining  these  curves.  In  this  operation  it  was  necessary 
to  have  some  standard  by  which,  for  example,  the  rock  curve  and  the  ore  curve 
could  be  superposed  upon  the  water  curve.  Such  a  standard  was  found  in  the 
parallel  plunger  curves  that  went  with  each.  Again,  the  superposed  curves 
would  often  come  longer  or  shorter  than  the  water  curve.  In  that  case  a  new 
curve  was  sketched,  making  the  deviation  on  the  abscissa  proportional  to  the  dis- 
tance from  the  starting  point. 

The  curves  here  recorded  were  taken  upon  two  classes  of  jigs  only,  namely, 
those  with  accelerated  pulsion  and  retarded  suction,  and  those  with  equal  pulsion 
and  suction. 

Observations  were  made  upon  forty-one  jigs,  of  which  curves  from  twelve  are 
here  given  in  Figs.  369  to  380.  In  studying  the  curves  one  sees  at  once  the 
difference  between  the  water  curves  of  the  plain  eccentric  jigs  (Figs.  369  to  373), 
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and  of  the  accelerated  jigs  (Figs.  374  to  380).  The  former  give  a  nearly  sym- 
metrical curve,  while  the  latter  give  a  much  steeper  slope  on  the  pulsion  side 
than  on  the  suction  side.  One  sees  also  that  the  plunger,  P,  moves  more  than  the 
water,  W,  and  W  more  than  the  gangue,  B,  and  finally,  that  the  heavy  con- 
centrates, 0,  move  the  least  of  all,  and  since  motions  are  less,  the  velocities  are 


pig.  369. — ^mill  39,  jig  no.  1.  size  op  grains,  54  to  38  mm.;  throw  of 
plunger,  4}  inches ;  throws  per  minute,  140 ;  area  of  plunger,  24x48 
inches;  area  of  sieve,  24X48  inches;  sieve,  9.5  mm.  round  hole. 


less.  The  objection  which  has  been  advanced  against  the  Harz  jig,  that  it  has 
an  accelerated  velocity  up  to  mid-stroke,  and  then  a  retarded  velocity  to  the  end, 
ia  shown  to  be  of  slight  account.  The  curves  also  show  how  much  of  the  motion 
of  the  plunger  is  imparted  to  the  water,  the  remainder  being  lost,  owing  to  the 
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FIG.  370. — ^MILL  38,  JIG  NO.  2.  SIZE  OP  GRAINS,  22.2  TO  9.5  MM.;  THROW  OF 
PLUNGER,  1.77  inches;  THROWS  PER  MINUTE,  174;  AREA  OF  PLUNGER,  24X36 
inches;  AREA  OF  SIEVE,  24X36  inches;  sieve,  7.94  MM.  SQUARE  HOLE. 


fig.  371. — mill  30,  jig  no.  4.    size  of  graixvs,  7  to  5  mm. ;  throw  of  plunger, 
1.25  inches;  throws  per  minute,  150;  area  of  plunger,  17X32  inches; 

AREA  OF  SIEVE,  15X30  INCHES;  SIEVE,  0.89  MM.  SQUARE  HOLE. 


fig.  372. — mill  39,  jig  no.  7.    size  op  grains  (3d  spigot  of  classifier),  4| 
mm.  to  0.    throw  of  plunger,  0.47  inch  ;throws  per  minute,  200; 

area  OP  PLUNGER,   15X31    INCHES;  AREA  OF  SIEVE,   15X31   INCHES;  SIEVE, 
1.52  MM.   SQUARE   HOLE. 
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JDIG.  373. — MILL  39,  JIG  NO.  8.  SIZE  OF  GRAINS  (4tH  SPIGOT  OF  CLASSIFIER),  4^ 
MM.  TO  0;  THROW  OF  PLUNGER,  0.28  INCH;  THROWS  PER  MINUTE,  210;  AREA 
OF  PLUNGER,  15X31  INCHES;  AREA  OF  SIEVE,  15X31  INCHES;  SIEVE,  1.04  MM. 
SQUARE  HOLE. 


FIG.  374. — MILL  28,  JIG  NO.  3.  CRANK-ARM  ACCELERATED  JIG ;  SIZE  OF  GRAINS, 
16  TO  13  MM. ;  THROW  OF  PLUNGER,  1.42  INCHES ;  THROWS  PER  MINUTE,  121  ; 
AREA  07  PLUNGER,  18X25  INCHES;  AREA  OF  SIEVE,  18X29  INCHES;  SIEVE, 
4.75  ilM.  SQUARE  HOLE. 


PIG.  375. — MILL  28,  JIG  NO.  6.  CRANK-ARM  ACCELERATED  JIG;  SIZE  OP  GRAINS, 
5  TO  3J  MM.;  THROW  OF  PLUNGER,  1.07  INCHES;  THROWS  PER  MINUTE,  138; 
AREA  OF  PLUNGER,  18X25  INCHES ;  AREA  OF  SIEVE,  18X29  INCHES ;  SIEVE,  1.04 
MM.   SQUARE  HOLE. 


clearance  of  the  plunger,  and  the  frictional  resistance  of  the  screen,  the  bed, 
and  the  water  passages. 

Features  of  strong  resemblance  run  through  all  the  figures.     If,  for  example, 
we  refer  to  Figs.  369  and  374,  we  see  that  the  cycle  naturally  divides  itself  into 


636 


ORB  DRB88INQ. 


§  478 


FIG.  376. — MILL  28,  JIG  NO.  9.  CRANK-ABM  ACCELERATED  JIG;  SIZE  OF  GRAIKS 
(1st  spigot  of  classifier),  2  MM.  TO  0;  THROW  OF  PLUNGER,  0.51  INCH; 
THROWS    PER    MINUTE,    135;   AJIEA    OF    PLUNGER,    18X29    INCHES;   AREA    OF 

SIEVE,  18X25  inches;  sieve,  3.18  square  hole. 
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FIG.  377. — MILL  28,  JIG  NO.  12.      crank-arm  accelerated  jig;  size  OF  GRAINS 

(4th  spigot  of  classifier),  2  MM.  TO  0;  throw  OF  PLUNGER,  0.27  inch; 

THROWS  PER  minute,  180 ;  AREA  OP  PLUNGER,  18X29  INCHES;  AREA  OF  8IEVE» 

18X25  inches;  sieve,  1.04  mm.  square  hole. 
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FIG.  378. — mill  27,  jig  no.  5.  crank-arm  accelerated  JIG ;  size  of  grains, 
10.3  TO  8.3  MM.;  THROW  OF  plunger,  1.38  inches;  throws  per  minute, 
130;  AREA  OF  plunger,  17|X24f  inches;  area  of  sieve,  16X23  inches; 

SIEVE,  1.57  MM.  square  HOLE. 

four  periods:  the  first,  a,  is  pulsion;  the  second,  6,  is  the  return  of  the  heavy 
concentrates  to  the  sieve ;  the  third,  c,  is  the  period  of  suction ;  and  the  fourth, 
d,  is  the  period  of  idleness. 

In  regard  to  the  period,  a,  the  diverging  of  the  lines  shows  that  the  gangue  is 
rising  more  slowly  than  the  water,  and  the  concentrates  more  slowly  than  the 
gangue.  The  effect  is  the  same  as  if  the  mineral  particles  are  settling  in  water 
in  a  mass.  It  is  clear  therefore  that  the  particles  are  being  treated  throughout 
this  period  according  to  the  law  of  hindered  settling. 
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PIG.  379. — MILL  44,  JIG  NO.  2.      COLLOM  ACCELERATED  HAMMER-DRIVEN  SPRING- 
RETURN  jig;  size  op  grains    (1st  spigot  op  classifier,  SECOND  SIEVE  OF 

jig)  4.76  MM,  TO  0;  throw  op  plunger,  0.51  inch;  throws  per  minute, 
134;  AREA  OF  plunger,  22X17  inches;  area  op  sieve,  22X32  inches; 

sieve,  1.73  MM.  SQUARE  HOLE. 


PIG.  380. — mill  42,  jig  no.  2.  collom  accelerated  hammer-driven  spring- 
return  jig;  sand  (1st  spigot  op  classifier),  has  been  through  a 
SCREEN  with  4.76X9.25  mm.  slots;  throw  of  plunger,  1  inch;  throws 
per  minute,  130;  area  of  plunger,  22X17  inches;  area  op  sieve,  22X34 
inches  ;  sieve,  8-mesh  square  hole* 

In  regard  to  the  period,  b,  the  lines  are  all  nearly  parallel.  In  some  x)f  the 
figiires  they  indicate  that  the  water  at  first  moves  downward  slightly  more 
rapidly  than  the  gangue  and  concentrates,  but  that  later,  the  gangne  and  con- 
centrates catch  np  and  move  down  a  little  faster  than  the  water.  Rittinger's 
acceleration  may  be  taking  place,  together  with  suction  during  the  first  portion 
of  this  period  while  in  the  second  portion,  hindered  settling  is  again  at  work. 

The  period,  c,  is  that  in  which  the  main  work  of  suction  takes  place.  It  i? 
here  that  the  water  passes  down  through  the  interstices,  not  only  between  the 
grains  of  coarse  concentrates,  but  also  between  the  grains  of  gangue,  so  that  any 
small  particles  of  heavy  mineral  which  were  left  by  pulsion  in  equilibrium  and 
adjacent  to  large  particles  of  gangue,  are  sucked  down  through  the  interstices 
toward  the  hutch,  more  or  less  rapidly,  according  as  they  are  of  smaller  or  larger 
diameter  compared  with  the  gangue  particles. 

d,  is  a  period  of  idleness  which  occurs  on  some  jigs  but  not  on  others.  If  very 
short,  it  is  due  to  the  slowing  down  of  the  plunger  at  the  end  of  the  stroke. 
If  longer,  it  is  due  to  the  disappearance  of  the  water  below  the  surface  of  the 
bed.     In  this  case,  suction  may  still  be  going  on  at  the  bottom  of  the  bed. 

In  Table  312,  the  velocity  of  the  water  during  pulsion  and  the  percentage 
of  the  whole  time  of  a  stroke  which  is  spent  in  each  of  the  four  periods,  have 
been  computed  from  the  curves.  The  figures  on  percentages  show  more  or  less 
irregularity,  due  partly  to  irregularities  in  the  curves,  partly  to  the  varying 
amounts  of  hydraulic  water  used,  and  partly  to  diflBqjilties  in  estimating  accu- 
rately the  length  of  each  period,  so  that  no  results  are  to  be  obtained  from  com- 
paring individual  figures.     By  taking  averages  for  each  of  the  two  classes,  how- 
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kntcli  of;  by.  cLshydnuiUe  dMrifler;  lB.-lBdie*;  No.=Nomlier;  OT.sOiiirti  of; 
•  or;  tr.. 


»£ 


I 


ATM  Of 

dew. 


.*^8i0f«Boles. 


ForoentiC^  of  Stroke  for 


FteiDBoeeBtzieJige. 

Indies. 

Mm. 

Id. 

Sec 

In. 

« 

Or.  Koi  t  tr.,  6.4  to  a.Tmm... . 

ITiCBO 

0.4 

0.06 

9iO 

O.950 

8.89 

48.07 

90.O 

80.88 

6.07 

Bp.  No.  1  hy.  d.,  1. 5  mm.  too... 

17x80 

1.69 

0.19 

400 

0.150 

9.94 

45.7 

95.5 

11.00  17.9 

S7 

St  ep.  No.  1  hy.  el.,8 mm.  toa 

10x94 

0.89 

0.96 

198 

O.808 

8S.08 

».1S 

80.«9  1S.S8 

SO 

F^rom  No.  S  tfxxmnel,  7  to  5  lun 

10x98 

0.80 

1.44 

160 

0.400 

4.88 

44.77 

80.57 

92.49 

S.SS 

let  ep.  No.  1  hy.  cL,8  mm.  toO. 
Or.  Ko.  9  tr., » 1  to tt.S  mm.. 

18x89 

1.07 

0.66 

109 

O.870 

4.00 

49.87 

44.0: 

18.6 

0.0 

M 

"J'^ 

7.94 

9.00 

165 

0.8M 

11.90 

60.0 

18.6 

81.4 

0-0 

Or.  No.  S  tr.,  tt.9  to  11.6  omi. . . 

7.M 

1.65 

174 

0.845 

0.11 

46.6 

94.5 

93.5 

4.4 

Ow.  No.  5  tr.,  6  to  9.6  mm. 

18  i^TJW  \& 

9.60 

1.06 

180 

0.888 

6.61 

40.85 

10.6 

86.0 

S.IS 

let  ep.  Na  1  hy.  d.,  8.6  mm.  to  0 
4thep.eeiiie,8.6mm.to0. 

18  ^»iwi  |7 

9.90 

0.76 

ItB 

0.811 

1.71 

60.0 

44.5 

5.5 

0.0 

18  jxffi  % 

1.47 

0.80 

ItB 

0.811 

6.70 

46.95 

16.65 

86.6 

9.5 

iQ 

From  No.  1  tr.,  64.0  to  as.  1  mm. 

9  x48 

0.88 

4.86 

140 

0.480 

18.99 

44.0 

15.4 

83.3 

6.4 

FAMn  No.9tr.,a8.1  toUmm... 
Or.  No.  8  tr.,  16  to  8.6  mm.. .. . 

94x48 

8.0 

4.15 

140 

0.490 

10.55 

46.45 

17.06 

88.0 

1.5 

17x80 

8.86 

9.90 

140 

0.480 

0.66 

44.0 

96.0 

85.0 

6.0 

Or.  No.  4  tr..8.6  to  4.5  mm 

let  ep.  No.  1  hy.  d.,  4.6mm.  to  0 
9d  ep.  eame,  4.6  mm.  toO 

16x81 

9.07 

9.00 

100 

0.875 

7.98 

41.7 

88.55 

80.95 

0.5 

15x81 

9.87 

1.16 

180 

0.888 

4.74 

61.4 

19.15 

88.75 

8.7 

15x81 

9.18 

1.90 

180 

0.888 

8.87 

45.98 

M.IS   90.8 

8.88 

let  ep.  No.  9hy.  d.,  4.6  mm.  to  0 

9dep.euiie,4.6mm.  too 

Ovrilo.8tr.,7to4.6mm 

15x81 

1.69 

0.48 

900 

0.800 

9.16 

46.98 

10.7 

84.13   8.97 

16x81 

1.04 

0.80 

910 

0.886 

1.44 

46.5 

18.65 

80.85   4.55 

4fl 

98x86 

6.00 

1.06 

100 

0.876 

6.64 

41.8 

94.98 

85.*r   8.7 

4 

Sp.No.lhy.oL,8mm.toO.... 

1.80 

0.67 

910 

0.980 

4.81 

49.08 

88.0 

0.53^  9.SS 

Gmik-«rm  ▲oeelemtedJigB. 


87 

5 

Ot.  No.6tr.,10.8to&8mm..... 

10x94 

1.07 

1.86 

180 

0.482^ 

8.96 

88.8 

87.83 

98.58^  6.88 

8fl 

1 

From  No.  1  tr.,  40  to  8.5 mm... . 

18x84 

4.76 

8.40 

96 

0.694 

0.66 

85.5 

94.6 

5.8 

44.7 

8 

From  No.  1  tr.,  86  to  16  mm. . . . 

4.75 

8.06 

105 

0.871 

18.85 

86.8 

86.0 

46.0 

8.6 

8 

Ot.No.  8tr.,  16tol8mm 

18x90 

4.76 

1.68 

181 

0.406 

10.40 

87.0 

81.0 

33.8 

8.9 

4 

Ot.  No.  4  tr..  18  to  8  mm 

18x80 

8.18 

1.88 

188 

0.488 

8.78 

88.6 

88.6 

85.8 

19.8 

5 

Ot.  No.  6tr.,8to5mm 

16x30 

8.16 

1.18 

189 

0.455 

11.T6 

88.5 

85.8 

86.0 

16.9 

6 

Ot.  No.  6  tr.,  6  to  8.5  mm 

18x90 

1.04 

1.07 

188 

0.485 

10.70 

81.4 

88.6 

ao.o 

10.0 

7 

Ot.  No.  7  tr.,  8.5  to  8  mm 

18x29 

0.80 

0.80 

188 

0.451 

7.58 

85.7 

48.5 

18.8 

7.6 

8 

Ot.  No.  0  tr.,  8.6  to  8  mm 

18x80 

1.04 

0.70 

188 

0.451 

6.94 

85.8 

83.9 

87.0 

8.2 

0 

iBtep.  No.  1  hy.  d.,  9  mm.  to  0. 

18x20 

8.16 

0.50 

186 

0.444 

4.45 

81.8 

48.4 

4.5 

15.2 

10 

9d  epigot  of  eame,  9  mm.  to  0.. 

16x80 

8.16 

0.85 

141 

0.480 

8.T7 

84.6 

48.6 

8.8 

18.0 

11 

8d epiSot of  eame, 8 mm.  to 0.. 
4th  epigot  of  eeme,  9  mm.  to  0. 

18x89 

1.04 

0.89 

168 

o.aoH 

4.86 

84.6 

56.8 

0.0 

9.1 

18 

18x20 

1.04 

0.86 

180 

0.883 

8.88 

84.8 

50.0 

0.0  85.8 

Oollom  Aooelented  Jige. 


let  ep.  No.  1  hy.  d.,  6.4  mm.  to  0 
8d  epigot  of  eame,  6.4  mm.  to  0 
8d  epigot  of  eame,  6.4  mm.  to  0 
4th  epigot  of  eame,  6.4  mm.  to  0 
Battery  reeidue  of  eteam  etamp 

76.8mm.  toO 

letep.  No.  1  hy.cL,  4.76  mm.  toO 
8d  h.  No.  2  jig,  1.78  mm.  to  a 


88x84 
28x84 
88x84 


89x84 

82x84 


18.7 
9.89 
1.78 


0.71 
0.60 
0.85 


198 
184 
184 


0.400 
0.448 
0.448 


8.80 
8.96 
8.08 
8.86 

6.07 
4.60 
4.88 


80.48  94.0 


81.9 


98.85  94.86 
87.97  86.8 


84.8 

80.11 
96.67 


81.2 


11.07^ 
14.2 
6.0 


48.68 
88.4 
46.8 
44.8 

60.0 
69.0 
68.88 


9.97 
5.9 
0.0 
1.48 

4.18 
8.67 
0.0 


(a)  Thie  ie  the  vdodty  during  pdekm,  ezpreeeed  in  Inofaee  per  tooond, 

ever,  as  shown  in  Table  313,  the  following  important  differences  between  the 
plain  eccentric  and  the  accelerated  jig,  seem  to  appear: 

TABLE  313. — AVEKAGE8  FKOM  TABLB  312. 


Kind  of  Jig. 

Average  Percentage  of  Stroke  for             | 

Pulsion. 

Return. 

Suction. 

Idleneee. 

Plain  flcnfmtric 

45.16 
88.63 
89.08 

9418 

8a48 
10.46 

94.61 
19.80 
4ai4 

6.11 
18.56 
8.49 

Crank-arm  uccel«ratod 

(1)  In  the  accelerated  jig,  the  sum  of  the  times  spent  in  periods  of  letam 
ana  suction,  is  10  to  20%'  greater  than  in  the  plain  eccentric  jig,  and  therefore, 
the  water  is  passing  down  through  the  sieve  at  a  much  more  gentle  velocity.  The 
accelerated  jig  draws  almost  as  much  water  down  as  the  plain  eccentric  jig,  but 


§478  LAWS  OF  JIQQIIiG,  639 

it  draws  it  down  at  a  gentle  velocity  which  has  less  tendency  to  "feW  the  sand 
together  in  a  hard  cake,  and  has  less  tendency  to  blind  the  sieve.  The  harsher 
Biiction  of  the  eccentric  jig  may  of  course  be  softened  by  the  free  use  of  hydraulic 
water  where  that  is  abundant.  In  reality  the  hydraulic  water  lessens  suction  a 
little  more  in  the  accelerated  jig  than  in  the  plain  eccentric. 

(2)  The  time  for  pulsion  in  the  accelerated  jigs  is  about  16%  less,  and,  con- 
sequently, the  velocity  of  pulsion  is  decidedly  higher  than  in  the  plain  eccentric. 
There  is  no  advantage  in  this  of  itself;  in  fact  if  extreme  speed  is  given  to  the 
jig,  there  is  a  decided  disadvantage,  as  it  both  shortens  the  time  of  pulsion  and 
jacks  the  machinery. 

(3)  The  time  of  idleness  is  about  6%  larger  in  the  crank-arm  accelerated 
jigs  than  in  the  plain  eccentric  jigs. 

(4)  Pulsion  is  not  free  settling.  The  velocities  in  Table  312  demonstrate  the 
fact  that  the  law  of  free-settling  particles  has  no  bearing  upon  jigging,  unless 
it  may  apply  in  the  case  of  a  few  stray,  floating  grains  on  the  surface  of  the  finest 
jigs;  for,  on  the  one  hand,  the  current  was  in  no  case  strong  enough  to  lift  the 
puticles  according  to  the  free-settling  law,  and,  on  the  other  hand,  the  particles 
were  not  under  free-settling  conditions,  even  if  the  current  had  been  strong 
enough. 
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